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ABBREVlATrONS 


aq. «= aqueous 

atm. = atmospheric or atmo8ph0re(8) 
at. voK aa atomic volume(s) 
nt. wt, = atomic weight( 8 ) 

T° or °K absolute degrees of temperature 
b.p. «= boiling pomt{ 8 ) 

= centigrado degrees of temperature 
coeff. = coefficient 

cone. ^ concentrated or concentration 

dil, » dilute 

eq «= equivalentfs) 

f.p. SET freezing point(s) 

m.p. melting point( 6 ) 

“'w-irirff 

mol. ht. s* molecular heat( 8 ) 
mol. vol. molecular volume(s) 
mol. wt. » molecular weight(s) 
press, aw pres 8 ure( 8 ) 
pat. = saturated 
soin. = solution (s) 

‘'P* =* specific gravity (gravities) 

pp. bt. = specific heat(s) 

.pp, vol. w= specific volume(s) 
temp. =a= temperature( 8 ) 
vap. *= vapour 

In the cross references the first number in clarendon typo is the number of the 
volume; the second number refers to the chapter; and the succeeding number refers to the 
section. Thus 6 . 38 , 24 refers to § 24 , chapter 88 , volume 6 . 

The oxides, hydrides, halides, sulphides, sulphatee, carbonates, nitrates, and phosphates 
are considered with the basic elements; the other compounds are taken in connection with 
the acidic element. The double or complex salts in connection with a given element include 
those associated with elements x)*'e'vi<>'isly discussed. The carbides, siiicides, titanides, 
phosphides, arsenides, etc., are considered in connection with carbon, silicon, titanium, etc. 
The intermotallic compounds of a given element include those associated with elements 
previously considered. 

The use of triangular diagrams for representing the properties of three-component 
systems was suggested by G. G, Stokes {Proc. Roy. Soc., 49 . 174 , 1891 ). The method was 
immediately taken up in many directions and it has proved of great value. With practice it 
becomes as useful for representing the properties of ternary mixtures as squared paper is for 
binary mixtures. The priiKjiple of triangular diagrams is based on the fact that in an equi¬ 
lateral triangle the sum of the perpendicular distances of any point from the three sidea is 
a constant. Given any three sub&tances 4 , Bj and (\ the composition of any possible 
combination of these can be represented by a point in or on the triangle. The apices of the 
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triaxigle represent the single components A, B, and C, the sides of the triangle represent binary 
mutnree of A and B, B and C, or 0 and A ; and points within the triangle, ternary mixtures. 
The compositions of the mixtures can be represented in percentages, or referred to unity, 10, 
etc. In Fig. J, pure A will i>e represented by a point at the apex marked A. Tf lOD be the 





♦'tandard of reference, tlie point A represents 100 per cent, of A and nothing else; mixtures 
containing 80 per cent, of A are represented by a point on the line 88, 60 per cent, of 4 by a 
point on the line G6, etc. Similarly with B and C—Figs. 3 and 2 respectively. Combine 
Figs. 1, 2 , and H into one diagram by superposition, and Fig. 4 results. Any point in this 



Fig. 4 .— Standard Eeferenoe. Triangle. 

diagram, Fig. 4, thus repiesents a ternary mixture. For instance, the point M represents a 
mixture containing 20 per cent, of A, 20 per cent, of B, and 60 per cent, of C, 



CHAPTER LXVI (contmued) 

IRON {contimml) 

§ 18. The Mechanical Properties o! Iron and Iron-Carbon Alloys 

The Arabic manuscript of Abu-r-Raihan, The Book of the Best Thifigs, written 
about the tenth century, and described by H. C. Bolton,^ and J. J. C. Mullet, gave 
7*74 for the specific gravity of iron, and this value is near the 7*85 accepted to-day. 
The Arabic manuscript, Book of the BalaMe of Wisdom, by Al-Khazini, written 
about A.n. 1122, and described by H. C. Bolton, and N. Khanikoff, also gave 
7*74 for the sp. gr. of iron. D. G. Fahrenheit gave 7*817 ; R. Boyle, 7*645—and 
for soft steel, 7*738, hard steel, 7*704, and spring temper-steel, 7*809; and J. C. . . 
7*643 for iron, and 7*852 for steel; P. von Muschenbrock, and L. B. 6. de Morveau 
made observations on the sp. gr. of iron. G. Pearson gave values for the sp. gr. 
of thirty-five different samples of iron and steel, and, for wootz steel, found 
7*181 to 7*403 ; for wootz steel which had been forged, 7*503 to 7*647 ; for wootz 
steel which had been melted, 7*200 ; and for wootz steel which had been quenched 
from a white-heat, 7*166 ; Huntsman’s hammered steel, 7^826 to 7*916 ; the same 
steels quenched from a white-heat, 7*765 to 7*771; soft and tough hammered iron, 
7*780 to 7*787 ; and cast iron, 7*012. T, Bergman gave for steel, 7*643 to 7*784 5 
and for wrought iron, 7*798 to 7*829. Collections of data were published by 
R. Bottger,'*^ E. F. Diirre, and F. W. Clarke. 

Gr. Broling found that the sp. gr. of bar-iron is 7*8439, whereas the same iron 
in very thin sheet had a sp. gr. 7*6, and that these anomalies may seem to proceed 
from repulsion between the surface of the iron and 
the water used in measuring the sp. gr., since the 
sp. gr. decreased in proportion to the extent of 
the surface of the metal. The surface, however, 
had been freed by means of potassium hydroxide 
from all foreign matters which might prevent 
adhesion between the metal and water. J, Percy 
found electrodeposited iron had a sp. gr. of 8*1393 
at 15*5°. M. J. Brisson gave 7*788; C. J. B. 

Karsten, 7*790 ; A, Baudrimont, 7*6000 to 7*7312, 
lor iron wure in different conditions, and 7*7433 
for hammered wire , J. J. Berzelius, 7*8650 to 
7*8707; J. A. Poumarede, 7*50 to 7*84 for iron 
reduced by the vapour of zinc ; C. Stahlschmidt, 

6*03 for iron obtained by heating the nitride not 
over 327°; L. Playfair and J. P. Joule, 7*130 for 
the sp. gr. of iron reduced by carbon ; H. Caron, 

7*880 at 16° for forged iron fused in hydrogen; 

7*847 for wire fused in hydrogen; 7*833 for iron fused in a crucible; and 7*852 for 
good commercial iron; and H. Schiff gave 7*998 to 8*007 at 10° for iron reduced by 
hydrogen. K. Ruf gave 7*876 at 20° for the sp. gr. of the metal with less than 0*02 
per cent. )f carbon; E, Madelung and R. Fuchs gave 7*8544; E, Gumlich gave 7*876 ; 
H, Tomlnson, 7*630 for hard drawn, and 7*259 for annealed iron wire ; H. Hane- 
mann ai.d E. H. Schulz, 7*899 ; and R. von Dallwitz-Wegner, 7*86. Amongst 
VOL. xni. B 
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the best results for the sp. gr. of purified iron there are those of J. H. Andrew and 
A. J. K. Honeyman, who gave 7*864 for the sp. gr. of annealed purified iron, and 
0*127l6 for the sp. vol.; C. Benedicks, 7*85 for the sp. gr. of purified iron and 
0*12739 for the sp. vol.; M. Levin and K. Dornhecker, 7*871 for the sp. gr. of 
purified and annealed iron, and 0*12705 for the sp. vol.; T. Ishigaki, 7*880; 
K. Tamaru, 7*882; whilst H. C. Cross and E. E. Hill gave 7*867 for the sp. gr. of 
electrolytic iron fused in vacuo, and 0*12711 for the sp. vol., the corresponding data 
for the same iron hot-rolled are 7*8685. and 0*12709; for the same iron annealed 
at 775°, they are 7*8547 and 0*12731, and when annealed at 900°, 7*865, and 
0*12714. R. L, Keynon s results are summarized in Fig. 179. 

S. Kaya gave 7*8701 for the sp. gr. and 0*12706 for the sp. vol. of a single crystal 
where the possibility of intcrcrystalline pores or s])aces is excluded ; he said that 
the sp. gr. of the single crystal of iron may be taken to be about 0*42 per cent, 
greater than that of polycrystalline iron. W. P. Davey calculated from the 
X-radiogram data that the sp. gr. of iron is 7*93 ; L. W. MeKeehaii, 7*872 ; and 

A. Westgren and G. Phragmen, 7*878. 

L. Zimmermann and H. Esaei’ measured the sj). vol. of white east iron at temp, 
between 0° and 1300°. From the thermal expansion data of K. Honda and 
H, Endo, and ^S. Sato, it follows that the sp. gr. of a-iron at 20° is 7*8685—the 
X-radiogram value is 7*8404 ; the value for a-iron at 906° is 7*5706—when the 
X-radiogram value is 7*55. Similarly, the value of y-iron at 906° is 7*6327, and 
at 1400°, 7*4077 ; and the value for 3-iron at 1400° is 7*3900, and at 1535°, the 
m.p. of iron, 7*3550. The value for molten iron— vide infra ~ at 1535"' is 7*0995 
when calculated from the expansion data of 8. Sato. A. Osawa extrapolated 
his values for nickel-iron alloys and obtained fory-iron at 2(X)°. 8*008. 

The effect of carbo?i on the specif e gravity of iron, —H. von Jiiptner gave for tlie 
best representative values for iron alone 7*85 to 7*88; for wrought iron, 7*79 to 
7*85 ; for steel, 7*60 to 7*80; for white cast iron, 7*58 to 7*73 ; and for grey east iron, 
7*03 to 7*13. S. Rinman, and ('. J. B. Karsten gave 7*5 for the sp. gr. of white 
pig-iron, and 7*1 for that of grey pig-iron. Results w(‘re aKo given by Sehe(‘rer, 

B. Kerl, C. Karmarsch, F. Wust and E. lieiM*nbe)g(‘i, .1. \V5‘isbac)i, A. Guettier, 
R. Mallet, E. Maurer, and F. Rammelsberg. E. K. Diirn* showed llie available 
sp. gr. data to indicate that tlie sp. gr. of spiegeleis^n is diminished if it be melted 
and slowly eooled ; if grey cast iron be m(*lt(‘d and rapidly rooliMl, its sj). gr. is 
increased ; if east iron be melted under conditions wlune deearburizaliou can take 
place, its sp. gr. is increased ; and if r<als of cast iron be subji^cled to compression, 
the sp, gr. is increased. J. E. Hurst gave for tin* sp. gr. of cast iron, 6*9 to 7*5— 
mean 7*217 ; wrouglit iron, 7*47 to 7*808—mean 7*698 ; and steel, 7*729 to 7*904— 
mean 7*852. L. Eisner found the sp. gr, of ordinary steel to be 7*795 ; hardened 
cast steel, 7*6578 ; unhardened cast steel, 7*9288; cast steel, once rernelted and 
hardened, 7*647, and unhardened, 7*647. H. von Jiiptner also gave for the sp. gr. 
of compact iron-carbon alloys : 

(Vboii . . 0 r>20 0 040 0-841 0 871 1-0005 1-078 per cent. 

Sp.gr. . . 7-841 7-820 7-824 7-818 7-807 7-805 


H. C. Cross and E. E. Hill gave for hot-rolled steels: 


(‘arbon 
Sp. gr. . 

. 0-09 

, 7-848 

0-10 

7-857 

0-25 

7*853 

0-45 

7.841 

0-05 

7*831 

0-87 

7*832 

0 98 
7*822 

1-26 per cent, 
7*812 

and for annealed steels : 







Carbon 
Sp. gr. . 

, 0-25 

7-852 

0-59 

7-830 

0-73 

7-838 

0-85 

7*821 

0-98 

7-823 

1*15 

7-809 

1-28 

7-813 

1-39 per cent. 
7-816 


The smoothed curve for the annealed steel is shown in Fig. 180, and that for the hot- 
rolled metal almost overlaps. J. H. Andrew and A. J. K. Honeymai’s curve 
likewise is almost overlapping. The curve of M. Levin and K. Dornhf :jkcr for 
hot-rolled steel is shown dotted in Fig. 180, and there is a drop in the curve for the 
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annealed steel which does not appear in the results of H. C, Cross and E. E. Hill, 
and J. H. Andrew and co-workers. W. Brown gave for the sp. gr. and sp. vol. of 
steels J-series with 0-02 to 0*17 per cent, of silicon, and 0*14 to 0*18 per cent* 
manganese; and B-series with 0*46 to 0*49 per cent, silicon, 0*58 per cent, 
manganese: 

il'Scrlcg n*gerieg 

.. ^ ... . . N ^ . . . . .- V 

Carhon . 0*028 0 06 0 14 0-89 1*23 0*68 100 1*25 per cent. 

Sp. gr. . 7*8771 7*8778 7*8638 7*8268 7*7897 7*8132 7*7687 7*7625 

Sp, vol. . 0*12695 0*12694 0*12716 0*12777 0*12827 0*12800 0*12890 *012900 

With up to 0*2 per cent, of carbon, the incr^^ase in sp. vol. is 0*(X>18 c.c. per one per 
cent, of carbon, and for higher proportions up to 1*25 per cent., 0*0015 c.c. B. Sim** 
mersbach made observations on this subject. Accord¬ 
ing to E. (xumlich, if C denotes the percentage amount 
of carbon, then the s*). gr., /), of alloys with up to 
C“l, is Z)~7*876“-0*030C for slowly cooled alloys; 
and i)™ 7*876 -0*17C for alloys quenched from 850^'. 

H. C. Cross and E. E. Hill gave sp. gr. =7*855 
—0-032C, for the sp. gr. of hot-rolled iron-carbon 
alloys with up to 1*29 per cent, of carbon, and for the 
same steels with up to 1*4 per cent, of carbon, when 
annealed, I>=7*86()—0*04r. .1. H. Andrew and 

A. J. K. Honeyman gave for the sp. vol,, 0*12712 
-- 0*00052C. F. Wever represented the at. vol. of 
austenitic steels by v ~0*1246+0*0()04fMn] -h0*0041[C], 
where the bracketed symbols represent atomic percentages. 

G. Hailstone found the effect of the casthuj lemperatuics on the sp. gr. of cast 
iron —Vide /w/m—with about 1*90 per cent, silicon; 0*10, sulphur; 1*15, 
phosphorus ; 0*27, manganese ; and : 

(Total . 3*258 3*240 3 201 3*260 3*281 3*283 3*291 3*295 3*305 3*312 percent. 

Caibon Tiee . 2*830 2*840 2*862 2*891 2*916 2*920 2*951 2*987 3*012 3*12ti 

(roin)». . 0*428 0*406 0*399 0*365 0*300 0*357 0*340 0*308 0*293 0*180 
Sp. Kr. . . . 7*281 7 202 7*240 7*226 7*201 7*168 7*12.3 7*085 7*012 7*9.30 

('astiiiK temp. . 1428^’ 1400^ ISHO'^ 1386" 1361" 1348" 13.30" 1302" 1272" 1264^ 

W. H. Hatfield added that the reduction in sp. gr. is partly duh to some influence 
other than the casting temp., and the results agree with H. A. Hchwartz that free 
carbon has a greater influence than combined carbon. One per cent, of free carbon 
reduces the sp. gr. 0*17 ; 1 per cent, as free cementite, reduces the sp. gr. 0*025; 
1 per cent dissolved in ferrite, 0*115 ; 1 per cent, of silicon, in soln. in ferrite, 0*060 ; 
and 1 per cent, manganese in soln. in ferrite, 0-003. One per cent, of phosphorus 
in the binary eutectic as Fe^P reduce.s the sp. gr. 0*080; and 1 per cent, sulphiu* 
present as manganese sulphide reducCvS the sp. gr. of cast iron 0-2. C. Benedicks 
said that' the addition of one per cent, of manganese increases the sp. voL 
0*00006 ; with the same proportion of phosphorus, 0-00089 ; of silicon, 0*00117 ; 
and of aluminium, 0-00200. The effects of various elements on the sp. gr. were 
discussed by H. M, Lane, etc.— vide infra, the corrcvsponding alloys of iron. 

The effect of mechanical treatment on the specific gravity of iron and of its alloys 
ivith carbon. —The early observations of G. Broling are in general agreement with 
those of later workers. The sp. gr. of the metal usually decreases with coH-xmMng ; 
a sample before rolling had a sp. gr. 7-8707, and after rolling 7*8650—the iron was 
impure since it gave off foetid hydrogen when dissolved in acids. H. HSdicke 
found that the hammered metal had a sp. gr. of 7-843, and unhammered 7*838. 
The effect of cold-work on the densities of metals generally was studied by 
G. W. A. Kahlbaum and E. Sturm, T. Ueda, W. Spring, J. Johnston and 
L. H. Adams, and Z. Jeffries and R. S. Archer—mde 1. 13, 18; and the effect of 
drawing, stretching, or twisting on the density of iron and steel was studied by 



Fig. 180.—^The - Effect of 
Carbon on the Speciflo 
Gravity of Hot-rolled 
and Annealed Steels. 
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R. Heyn and (). Bauer, (tH)erens, H. O’Neil, etc. T. M. Lowry and R. (L Parker 
found that the sp. gr. of iron filings is less than that of the compact metal from which 
they were formed—compact iron, 7*8558, filings (cold-worked), 7*8172, decrease 
0*0386. J. O. Arnold gave for forged steel, with 99*82 to 99*87 per cent, of iron, 
7*8477, and for cast steel, 7*8478. F. Osmond observed that in drawing a wire with 
a diameter 5*4 mm. and sp. gr. 7*839, the sp. gr. was 7*791 when the diameter 
was reduced to 3*45 mm., and 7*796 to 7*781 when the diameter was reduced to 
0-4 mm. H. M. Howe, W. H. Deering, H. Scott and H. G. Movius, H. E. Doerr, 
K. Heindlhofer and F. L. Wright, P. Goerens, etc., concluded that the sp. gr. of 
iron is reduced by cold-working. J. W. Landon found that a piece of wire 
whose sp. gr. was 7*7097 had a sp. gr. of 7*6160 after being twisted through 
an angle of i57‘", and a sp. gr. of 7*5890 after being twisted through an angle 
of 228*^. The subject was also investigated by E. Houdremont and E. Biirklin, 
M. Oknoff, K. Tamaru, and T. Ueda. F. C. Thompson and W. E. Millington studied 
the relaticais between the sp. gr. and deformation by cold-work with respect to the 
packing of the atoms of the crystals. They found that very little variation, 7*869 
to 7*868, in the sp. gr. of mild steel, of sp. gr, 7*869, pulled in tension with a stress of 
J 1*87 to 21*30 tons per sq. in., occurs until the last section commenced to yield; 
and yntb a piece* of armco iron, of sp. gr 7*8580, with the reduction in area in tension 
of 2*1, 17*8, and 47*5, ilic .sp. gr. were respectively 7*8586, 7*8464, and 7*7927. No 
rliiUigc in the sp. gr. occurred until about 5 per cent, reduction of area had occurred, 
and the dec rease in sp, gr. continued until the reduction in area liad fallen to 16 per 
cent. K. Honda, and K. Tamaru discussed the factors involved in the change 
of sp. gr. by cold-work- vide bupra, temj)ering—and the effect is attributed to the 
closing of blow-holes, and to the weakening of the interatomic forces. H. Hano- 
mann and R. Yamada studied the vol. changes of steel during ela^stic deformation, 
and observed that the vol. of mild steel with increasing stress, increases linearly 
until plastic flow begins ; the vol. then increases more rapidly by regular increments, 
and the curve no longer follows a straight line. The vol. increase 
gives a value which rises from zero under a stress of 3*18 kgrms. per sq. mm. to 7*85 
under a stress of 41*38 kgrms. per sq. mm. 

H. V, (Voss and E. E. Hill observed that the effect of hot-rolling is Also to decrease 
the sp. gr. The older observations, which indicate an increase in sp. gr. by cold- 
working, refer to cast metals in which small cavities are closed up under the hammer, 
etc. E, Piwowarsky and H. Esser found that the gas permeability of cast iron 
for hydrogen is largely due to microscopic flaws. The porosity of iron is discussed 
in connection with the corrosion of the metal—nir/e infra, H, O’Neil, B. Beer, 
J. E. Fletcher, G. Tarnmann and H. Bredemeier, and A. Marks discussed the 
porosity of cast iron. W. Thorner emphasized the fact that iron always contains 
pores, and that, where possible, the determinations should be made with the 
powdered metal. Thus, he obtained for the poro.sity of iron, in c.c. per kgrin.: 


Ordinary cast iron 
Bessemer steels 

Thomas steels . 


bjicciflc gravity 

____ 


Porosity 

r 

Towder 

CoiapiK t 

roroB 

Solid 

7142 

7*042 

2*00 

140*00 

1 7*921 

7*826 

1*630 

126*24 

} 7*756 

7*729 

0*530 

128*95 

17*968 

17*752 

7*813 

2*500 

126*50 

7*700 

1*580 

128*42 


H. O’Neil found that by increasing cold-work mieyision of armco iron very little 
alteration in the sp. gr. occurs at first, but the sp. gr. soon decreases about 0*17 per 
cent., a critical deformation is then reached, for afterwards the sp, gr. ceases to 
fall and may rise slightly. With further increments of cold-work, the sp. gr. 
decreases. The overall fall in sp. gr. is about 0*83 per cent. In marked contrast 
with metallic aggregates, the sp. gr. of single crystals of iron 7*747 was not altered 
after being subjected to a tensile stress producing a 65-per-cent, reduction of area. 
T. Ishigaki used a test-piece of armco iron w’hich had been fractured by tensile 
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stresses, and measured tlie sp. gr. at distances of one centimetre taken successively 
from the fracture to the lug. The results show that the ap, gr, was least at the point 
of fracture and increased at increasing distances away. T, U eda found that the sp. gr. 
of iron and carbon steel, when stretched, decreases as the tensile stress inci’eases, 
Fig. 181, If an elongation e be produced by an external force T, T^eE^ where E is 
the elastic constant; and if v be the 
sp. voL, s, the density, and a, Poisson’s ^ 
ratio, then (i5/^=e(l— 2 c 7 ), 

and by substitution, ds/8=—EI(l 
~“2a).d«/6\ For a metal with a=0-29, 
and 1^=2*2x104 kgnns. per sq. mm., 
ds/«= ^1-909 xl0~s T. Below the 
yield-point the sp. gr. decreases slightly 
and almost proportionally with the 
stress, but above this point the de¬ 
crease is more rapid. With carbon 
steel, the decrease in the sp. gr. is 
discontinuous at the yield-point, and 
the magnitude of the decrease decreases with increasing proportions of carbon until, 
with 0*9 per cent, of carbon, the phenomenon does not occur. 

H. O’JSTeii found the sp. gr. of armco iron, between 14*^ and 16*5"', varied between 
r*8393 and 7*8586; and that of single crystals of iron, between and 17*5% 
varied between 7*747 and 7*754 with compression loads up to 45*83 tons per sq. in. 
After 26 per cent, reduction by compression, the sp. gr. had fallen only 0*07 per cent., 
and with further work it actually rose above its original value. This is in marked 
contrast with the behaviour of aggregates of crystals. T. Ishigaki observed the 
effect of compressing iron and steel at different press., p kgrms. per sq. cm. The 
results were: 



^r/77n7 SO ^0 SO 60 

Stress in kilograms per sq mm 


Fio. 181.- 


The Effect of Tensile Stresses on 
the Specific Gravity. 


Armco iron 
/ 0-3 
Carbon 0-0 
( 0-9 


1 J' • 

. 0 

t Sp. gr. . 

. 7-868 

por cent.{gp/^^_ • 

. 0 
. 7-846 

P®''®«"dsp.gr. .' 

. 0 
. 7-837 

P®"‘=®"f (sp.gr. ■ 

. 0 
. 7-828 


4,930 

7,040 

11,970 

16,200 

7-866 

7-866 

7-867 

7-867 

4,500 

7,890 

11,830 

16,900 

7*844 

7-845 

7-845 

7-844 

7-040 

10,660 

12,080 

16,900 

7-833 

7-835 

7-835 

7-834 

5,030 

10,700 

14,370 

16,900 

7-824 

7-825 

7*826 

7-826 


The results vshow that with increasing press, up to about 7(XX> kgrms. per sq. mm., 
there is a steady fall in the sp. gr.; an increase then occurs which soon attains 
a maximum, when it again begins to decrease. The maximum sp. gr. is always 
less than its initial value. The effect of annealing is gradually to lovrer the 
sp. gr, until a tempering temp, of 550° has been obtained when the sp. gr. begins 
to increase. 

J. W. Landon observed a maximum decrease in the sp. gr. of iron, with 0*68 
per cent, of carbon, when the iron is subjected to overstrain by iotsion through 
various angles : 


/\iiglo of twiht . . 0° 70’5^ 150^ 225" 262'^ 

Sp. gr. . . . 7-7149 7-6078 7-6130 7-5802 7-5757 

The results show that the sp. gr. decreases generally as the result of cold-working by 
twisting. F. C. Lea and W. N. Thomas measured the changes in the sp. gr., D, 
of steel produced by compressive stresses, beyond the yield-point expressed in 
tons per sq. in. calculated on the original area, and summarized the results by 
d=:D=0*9984-f0*0929(250-~/S)S. The sp. gr. tends to recover with the lapse 
of time. 

6. Tammann assumed that the decrease in sp. gr. produced by cold-w^ork is du(' 
to the production of minute gaps in the slip-planes of the crystal grains ; ami 
K. Honda, to the deformation of the space-lattice by internal strain. T. Ishigaki 
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said that the first decrease may be due to these two efiects, but the subsequent 
increase is produced by the closing up of the minute gaps by the higher press. 
The value of the maximum sp. gr. being smaller than the initial sp. gr. is an effect 
of the distorted lattice ; and the decrease of sp. gr. with higher strains is due to the 
formation of new intercrystalline gaps. S. Sekito found that the decrease in sp. gr. 
produced by quenching is due to an expansion of the space-lattice. 

The effect of hardening hy quemhing on the specific gravity of iron and of its alloys 
with Hardening by quenching also lowers the sp. gr., as in the case of cold¬ 

working ; thus, H. Caron gave the following measurements of a steel rod : 


Before 

Uurdouing 

Longtli . . . 20*00 

Breadth. . . . 0*94 

Thickness . . 0'93 


Hardened 

, I -- I 111. A- I II nil 1,1, 

JO timcB 20 times !J0 times 

19-50 18-64 17-97 cm. 

0 96 0-96 1-00 „ 

0-96 0-97 1-00 „ 


and the sp. gr. hefoic hardening wa.s 7*817, and after hardening thirty times, 
7*793. H. C. Cross and E. E. Hills results are summarized in Table XIV. 
Observations were also made l>y H. J. French and 0. Z. Klopsch. C. Fromme gave 
for the vol. changes of iron subjected to different heat treatments, original vol., 
1*00000 ; glass-hard, 1*010(X); tempered yellow, 1*00495 ; tempered blue, 1*00060 ; 
tempered grey, 1-00425 ; and annealed at a red-heat, 1-00175. C. Fromme’s 
results show a maximum, or an expansion in volume on passing from the 
grey annealed to the soft state. C. Barus was unable to verify this, but added that 
with a more prolonged heating and cooling, it might be possible to obtain the 
maximum. In one series of observations he found for steel annealed at different 
temp.: 

Annealing temp. 100^ 190^ 330'^ 460^ 720^ 900^ 1100'’ 1300'’ 

Sp. gr. . . 7*7102 7-7251 7-7441 7-7641 7*7793 7-7840 7-7865 7-7856 

Sp. vol. . . 0-12970 0-12945 0-12913 0-12880 0 12854 0*12846 0-12843 0*12801 

when the values for glass-hard steel are respectively 7*6817 and 0*13018 ; and for 
commercial soft steel, 7*81 and 0*1280. 


W. Metcalf and J. W. Langley found that steel increases in vol., or decreases in 


sp. gr. during hardening. The sp. 

gr. were 





Carbon . . . . 

0-529 

0-649 

0-841 

0-871 

1-005 

i-079 per cent. 

Ingot 

7*841 

7 829 

7 824 

7 818 

7-807 

7-805 

Unhardenod rolled steel 

7 844 

7*824 

7-829 

7-825 

7-826 

7-825 

/ dark redness 

7*813 

7-806 

7-812 

7-790 

7-812 

7*811 

1 red-heat 

7-826 

7 849 

7-808 

7 773 

7-789 

7-798 

Hardened at pale red-lieat 

7-823 

7-830 

7*780 

7 758 

7-75.5 

7*769 

1 ycllow-hoat . 

7-814 

7-811 

7*784 

7 755 

7 749 

7-741 

' white-heat . 

7-818 

7-791 

7-789 

7-752 

7 744 

7-690 


J. H. Andrew and co-workers found that the effect of varying the temp, of 

quenching on the sp. vol. of steels with carbon up to 
about 75 per cent, is such that at 800'^, the increase 
in sp. vol. is almost linear, as far as 0*75 per cent, 
carbon, and the increase is then slower. For a quench¬ 
ing temp, of 1100"^, the curve shows a drop in the sp. 
vol. in the range 0*90 to 1*2 per cent, of carbon, and 
there appear to be analogous drops in quenching from 
900° to 1000° steels with 1*20 to 1*60 per cent, carbon. 

K, Tamani’s results for the sp. gr. of quenched, 
annealed, and tempered steels are summarized in 
Fig. 182. S. Sekito found that the X-radiograms of 
quenched steels with different proportions of carbon 
show that the distances, 2b, of the lines (110) with 
different proportions of carbon, are : 



Fig. 182.—The Effect of 
Annealing, Tempering, 
and Quenching on the 
Specific Gravity of Car¬ 
bon Steels. 


Carbon . 0-12 0 32 0*40 0*51 0*73 0*80 0-90 1-08 per cent. 

26 . . 56-34 56*33 56-22 56*24 56-14 56-16 56 01 56-17 mm. 
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so that the lattice expands 0*45 per cent, for 1 per cent, of carbon ; the value cal¬ 
culated from JL Tamaru's values for the sp. gr. is 0*44 per cent. This shows that 
the expansion is mainly due to the expansion of the crystal lattice. The internal 
stress corresponding with the broadening of the lines is 192 kgrms. per sq. nam., 
which is of the same order of magnitude as the tensile strength—^0. Grad gave 
200 kgrms. per sq. mm. The plane at right angles to the plane of maximum at. 
density—i.c. the plane of easiest slip—has the greatest internal stress. 

H. Hanemann and E. H. Schulz obtained for steels with 0-16 per cent. C, 0*3^) Si, 
0-38 Mn, 0-015 S, 0-017 P, and 0*07 Ou: 

AiJiK'^Uc'd Quoiichcd at 

.- . - . I - i -A. . 

1200* 1105** oao** 820® 765® 

Sp. gi-. . 7-803 7-854 7-86,5 7'80J 7-853 7-851 7-855 

for steel with 0*51 C, 0-33 Si, 0-02 Mn, 0-023 S, 0-045 P, and 0*07 Cu: 

Sp.gr. . 7-854 7-804 7-798 7-801 7-795 7-801 7-8U 

for Steel with 0-80 C, 0-23 Si, 0-25 Mu, 0*033 S, 0-010 P, and 0-020 (hi : 

Sp. gr. . 7-857 7-774 7*709 7*772 7-702 7-779 7-839 

and for steel with 1-17 C, 0-21 Si, 0*31 Mn, 0-020 S, 0*010 P, and traces of copper ; 

Sp. gl*. . 7-847 7-752 7-759 7-771 7-701 7-810 7-834 

T/ie effect of annealing on, the specific gramly of steel hardened by mechanical work, 
or quenching .—The effect of annealing is to restore the original sp. gr. diminished by 
the cold-work. Thus, P. Gocrens found a steel wire in which the sp. gr. 7-806, rose 
to 7-822 on annealing. G. W. A. Kahlbaum and E. Sturm gave 7-7970 for the sp. 
gr. of annealed piano-wire, and 7-7772 for the same wire cold-drawn—decrease 
0-0198. The original sp. gr. was restored on annealing. E. Maurer, E. H, Schulz, 
B, D. Enlund, and K. Tarnaru discussed the subject in connection with the 
tempering of steels {(pv,), 0. Chappell and M. Levin found the sp. gr. of cold- 
worked specimens of steel is about 0*3 per cent. less than that of the annealed 
metals. Observations were also made by M. Levin and K. Dornhecker, who 
found that for the sp. gr, of annealed and uiianuealod iron-carbon alloys: 

Carbon . . 0 O-ll 0-35 0-G3 1-00 1-51 2-69 3-05 3*76 per cent. 

7-8718 7-8523 7-8422 7-8297 7-8159 7-7957 7-7591 7-7522 7-7343 
b*^-}ann. . 7-8748 7-8519 7-8425 7-8277 7-8166 7-6422 -- — — 

W, Fraenkel and E. Hcymanii followed the course of the annealing of quenched^ 
steels by the change in the sp. gr. They also observed that with an austenitic steel, 
having 2*65 per cent, of manganese, and 0*82 per cent, of carbon, at 200°, the sp. gr. 
rises during the first hour from 7-7801 to 7-8080, and falls to 7-7926 in the first 
50 hrs., and rises to 7-7940 in the next 150 hrs. With annealing at a red-heat, 
the sp. gr. rose to 7-8197. With a steel having 0-50 per cent, of manganese and 
0-80 per cent, of carbon, there w'as only a difference of 0*004 between the maximum 
and minimum, whilst with the other steel there was a difference of 0-015. 

A. Osawa observed that a sample of armco iron, annealed at 1150°, had a sp. gr. 
of 7-8787 at 20°, and a sp. gr. of 7-8795 after being dipped in liquid air at about 
--185°, and brought back to 20°. Iron can thus become more compact by cooling 
to a low temp., possibly owing to the elimination of some pores by the contraction 
of the metal. H. Hanemann ol)served the sp. gr. of an unannealed 1*79 per cent, 
carbon alloy quenched from 1120°, 1130°, and 1140°, before cooling in liquid air, 
to be respectively 7-7842, 7-6923, and 7-8214, and after cooling in liquid air, 
respectively 7-6866, 7-8117, and 7-6828; and for alloys quenched from 1100° to 
1130°, aged or annealed at 100° to 395°, before and after cooling in liquid air: 

Tempered at . 100° 150° 210° 260° 287° 306° 435° 375° 396^ 

. 7-8758 7-8979 7-8314 7-7331 7*7084 7-7714 7-7728 7-7794 7*7630 

gr-)Aiter . 7.0942 7-7146 7-6993 7-7186 7-7032 7-76C0 7-7686 7-7810 7-7485 
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The observations of H. C. Cross and E. E. Hill, H. A. Dickie, P. Gk)eren8, R, Hay 
and E. Higgins, E. Heyn and 0. Batier, and F. C. Lea and co-workers show that the 
effect of annealing on the sp. gr, of cold-worked steel is appreciable in some cases at 
temp, so low that recrystallization has not commenced. K. Tamaru’s results are 
summarized in Fig. 182— sypra, the tempering of steel. T. Ishigaki observed 
that with anneo iron the sp. gr. 7»862 was reduced by hammering to 7*855. The 
recovery of the sp. gr. by annealing did not here commence until nearly 700® ; in 
fact, a decrease in the sp. gr. occurred at 500®. This has not been explained. The 
decrease was also observed in the annealing of specimens which had been subjected 
to tensile and compression stresses. B. D. Enlund observed a contraction in the 
sp. vol. during the annealing of quenched steel beginning near 100® and ending 
about 210®. Thereafter, a pronounced expansion occurs between 250® and 300®. 
The expansion was also observed by G. E. Svedelius, G. Charpy and L. Grenet, 
and P. Chevenard. The contraction js attributed by B. D. Enlund to the formation 
of troostite and the coagulation of cenientite, while the expansion corresponds with 
the decomposition of retained austenite. The subject was discussed by K. Tamaru 
—vide supm, tempering. 

E. Heyn and 0. Bauer measured the influence of annealing mild steel wire at 
different temp, on the sp. gr., and found for wires of diameter d mm., and the ratios 
n of the elongations due to cold stretching, the sp. gr. before and after annealing : 


d , . . 

5*22 

3*66 3*10 

2*65 

2*25 1*90 

1*60 

1*40 

1*25 

n , . . 

— 

2*046 2-836 

3*88 

5*38 7*66 

10*65 

13*91 

17*43 

Before . 
®P- S'^iAfter . 

7*801 

7*840 7*832 

7*835 

7*828 7’838 

7*830 

7*841 

7*825 

7*862 

7*845 7*8406 

7*849 

7*843 7*8415 

7*843 

7*847 

7*8675 

They also found for the cold-drawn wire, 1*25 mm. diameter, annealed at various 
temp.: 

0" 

100“ 

200^ 300“ 

400'' 

500^ <i00^ 

700 

800“ 

000“ 

Sp. gr. . 7*825 

7*8276 

7*829 7*834 

7-836 

7*836 7*834 

7*8385 

7*850 

7*8575 


The sp. gr. increases with rising temp. K. Maurer observed that cold-work(‘d steels 
with 0*14 and 0*40 per cent, of carbon attained their maximum sp. gr. when annealed 
respectively at 150® and 250®. H. C. Cross and E. E. Hill’s observations are 
summarized in Table XIV. 

Table XIV. —The Specific Gravity oi- Qijeni’hed and Tempered Carbon Steels. 


Specific Gravity 


Carbon 
per cent. 

■ 3 
as 
s| 

0 ; P 

at 


Tempering Temperature 

Hot- 

rolled 

Water- 

qucuched 

150“ 

225“ 

300“ 

375 “ 

400“ 

525 “ 

000 “ 

0 09 

aio" 

7*848 

7*823 

7*829 

7*809 

7*830 

7*838 

7 845 

7-83!) 

7*841 

0*28 

866 * 

7*860 

7*829 

7*837 

7*833 

7*839 

7*842 

7*84() 

7*846 

7 814 

0*35 

865° 

7*839 

7*802 

7*811 

7*816 

7*829 

7*830 

7*828 

7*820 

7*829 

0*44 

820® 

7*839 

7*802 

7*805 

7*809 

7-824 

7*833 

7*834 

7*831 

7*831 

0*47 

820® 

7*833 

7*795 

7*796 

7*801 

7*818 

7*825 

7*828 

7*828 

7*831 

0*60 

810® 

7*838 

7*786 

7*794 

7*797 

7*818 

7*827 

7*829 

7*828 

7*832 

0*68 

810® 

7*832 

7*776 

7*788 

7*789 

7*809 

7*821 

7*824 

7*826 

7*827 

0*87 

796® 

7*832 

7*769 

7*784 

7*784 

7*810 

7*824 

7*826 

7*826 

7*830 

0*98 

795® 

7*828 

7*762 

7*780 

7*770 

7*804 

7*818 

7*821 

7*823 

7*823 

1*06 

795® 

7*825 

7*770 

7*795 

7*792 

7 814 

7*818 

7*821 

7*821 

7*822 

M2 

796® 

7*819 

7*767 

7*781 j 

7*770 

7*785 

7*805 

7*809 

7*807 

7*813 

1*20 

795® 

7*812 

1 

7*758 

1 

7*780 

7*767 

7*787 

7*802 

7*805 

7*807 

7*808 


H. A. Scliwartz measured the sp. gr. of annealed and unannealed white cast 
iron with different percentages of carbon. E. Maurer determined the sp. gr, of 
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a 0*83 per cent, carbon steel, hardened by quenching from 800®, and annealed at 
different temp. J. H. Andrew and A. J. K. Honeyman found for carbon steels with 
0*08 to 0*25 per cent, of manganese, and 0*08 to 0*175 per 
cent, of silicon the values shown in Fig, 183 for the sp. 
vol, (corrected for silicon) for steel quenched from 900'’ 
and tempered for an hour at different temp. Tempering 
at 160^ affects only the martensite. At 250°, both 
austenite and martensite are tempered, but in the higher- 
carbon steels the tempering of austenite predominates 
although it is not completed. The tempering at 350° 
completes the austenite transformation, but some mar¬ 
tensite still remains. Tempering is complete at 620°, but 
this would probably be obtained at a lower temp. For 
furnace-cooled nickel-chromium steel, with 3*46 per cent, 
of nickel, 1*80 per cent, if chromium, 0*13 to 0*19 per 
cent, of silicon, the critical temp., sp. vol. corrected for silicon, and the sclero- 
scopic hardness were: 

Carbon . O-ni 0*51 1-28 1-28 1*28 1*50 1-50 1-50 per cent. 

Critical temp. 600'* 400° t)(K)° 400° 150° 000° 400° 150° 

Sp. vol. . . 0-12757 0-12774 0-12781 0-12768 0-12788 0-12790 0-12778 0-12794 


11 ardness 

30 57 

38 48 

67 

36 

47 70 


For the same 

steel, quenched from 1200 

° and tempered for 

an hour at 

the temp. 

named : 

Per cent r. 

Quenched 

1100*' 


Tempered 

260" 305" 

000 " ' 

Auiu'aled 

780" 

Sp. vol. 

. 0-12843 

0-12814 

0 12814 

0-12790 

0-12763 

0-12763 

Hardness 

. 05 

65 

65 

60 

52 

34 

Sp. vol. 

. 0-12626 

012626 

0.12626 

0.12716 

0-12798 

0-12788 

Hardness 

, 29 

34 

34 

49 

56 

36 

Sp. vol. 

. 0-12650 

0-12647 

0-12647 

0-12763 

0-12803 

0-12791 

Hardness 

. 31 

34 

34 

57 

63 

40 


No change in the s}). vol. occurs until 365° is reached ; the slight increase in hard¬ 
ness is a surface effect. Tempering at 365° results in an incomplete transformation 
of austenite, but most of tlie transformation is completed between 350° and 600°. 
The tempering at 600° is not complete. Heating to 780°, followed by slow cooling, 
brings the steels back to the fully annealed state. 

TAe energy equivalent of the changes in volume.—As indicated below", PI Heyn and 
0. Bauer found the sp. gr. of cold drawm mild steel wire to be 7-825, and when 
annealed at 700°, the sp. gr. becomes 7-838 ; and this corresponds with a decrease 
of 1*66 mm. per 1000 in a wire 1*25 mm. diam. E. Heyn and O. Bauer explain 
the reduction in sp. gr, by cold-work, and the increase in sp, gr. by subsequent 
annealing as follows: E. Rasch has shown that in stretching a metal bar, heat is 
absorbed so long as the stress is elastic in character; but on passing the yield-point 
the heat of the action changes sign, and heat is evolved. In compressive tests, 
however, E. Rasch found that the heat of the action is positive from the beginning, 
and on exceeding the yield-])oint a sudden increase in the heat of the action occurs, 
but the sign is not changed. From this it might be inferred that the elastic change 
of form of metals follows a law similar to that which governs the elastic change of 
form of gases. That is to say, exjpansion is accompanied by the absorption of heat 
and a reduction in density ; and compression, by the liberation of heat and increase 
in density. In contradistinction to this purely clastic change of form stands the 
purely plastic change of form, which occurs when the internal friction of the metal 
particles is overcome ; it is accompanied by the conversion of work into heat. This 
process, as in all cases where work is converted into heat by friction, is not reversible. 
No change in the sp. gr. w'ould be expected to take place, so long as there were 
no hollow sj^aces in the body before undergoing deformation. That is, as long as 



Flo. 183.—The Effect of 
Annealing and Tem¬ 
pering/)ii the Specific 
Volume of Carbon 
Steels. 
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the cliange of sp. gr. cm be taken as zero and the movement of the particles 
of the body is not prevented by very high press. Such a deformation of a 
purely plastic nature cannot be produced in practice, because it is always 
accompanied by an elastic change of form, even though this, so far as can be 
judged from the extent of deformation, is very minute in comparison with the 
former. Since an elastic change of form, as in the case of gases, is accompanied 
by a storing up of potential energy, a certain amount of potential energy remains 
stored in metals when deformed in the cold state. Thus, in the cold-drawing of wire, 
the individual jiarticlcs become plastically, but also partly elastically, stretched. 
When the stress is no hjnger applied, the material partially recovers from the elastic 
change of forni; but this change of form may be partially retained in the material 
in consequence of the resistance due to friction, which opposes the return to a state 
of equilibrium ; and this remanent elastic tension reveals itself in the reduction of 
the sp. gr. of the metal. By heating the cold-drawn material the internal friction 
is moderated, and the elastic tension of the particles is thcr(‘by released so that 
a new state of equilibrium corresponding to the tern)), is attained. The sj). gr. 
must therefore correspondingly iucre«‘isc, as has been already proved by 
G. W. A. Kahlbaum and E. Sturm for a great number of metals. E. Heyii and 
0. Bauer obtained an approximate estimate of the remam^nt elastic stress—namely 
33 kgrms. per sq. mm.—from the differences in the sp. gr. before and after annealing. 

Let d, I, and a i*espectively denote the thickness (1’25 nun.), lengtli. and sp. gr. of tlio 
annealed wire, and i), 7^, and tS the corresponding values for the cold-drawn wire, 'riien 
dls-^DLS, but the difference m the thickness of the two wires is small enough to be 
neglected, and then L — hjS; and the elongation L~l becomes — -0*00166/, 

since the sp. gr.,«, of thecold-drawm wireis 7*825, and the sp. gr., S, of the wire annealed at 
700® is 7*838. This means that the wire, 1*26 mrn. diameter, has been shortened 0*00166/ 
— i,e, 1*66 min. per 1000—during annealing. Let E denote the modulus of elasticit}^, 
nearly 20,000 kgrms. per sq. mm., and 8 the elastic stress in kgrms. per sq. rnm. Then, 
0*001661 ; or S, the remanent clastic stress, is nearly 33 kgrms. per sq. mm.— ru/( 
supra, annealing. 

The specific gravity and specific volume of the constituents of the carbon-iron 
alloys. —0. C. Ralston found that the mean values for the sp. gr. and sp. vol. of 
the constituents of steel are respectively as follow: Ferrite, 7-864 and 0-1271 ; 
cementite, 7*670 and 0*13038; pearlite, 7*778 and 0-12850 ; austenite, 7*843 
and 0*1275 ; martensite, 7*633 and 0*1310 ; a-martensite, 7*581 and 0*1319 ; and 
/3-martensite, 7*800 and 0*1282. This shoves that when an austenitic steel is con¬ 
verted into martensite, there is an expansion in vol. The transition fiom martensite 
to pearlite involves a decrease in volume although ])earlile has a smaller sp. gr. 
than austenite. G. Tammann and K. Ewig found that at the Ao-arrest, about 210°, 
the dilation of cast iron corresponds with an expansion of 0*0795 c.mm. per gram 
of FesC. A. Westgren found the sp. gr. of austenite with 12*1 per cent, of manganese 
and 1*34 per cent, of carbon to be 7-82 ; and 6. Tammann 
and E. Scheil gave 7*83 for the sp. gr. of a steel with 1*72 
jier cent, of carbon. These austenites are impure. A. Osawa 
obtained 8-008 for the sp. gr. of austenite calculated by 
extrapolation from the X-radiogiam data fur nickel steel. 
S. Sato's value Tor the thermal expansion gave 8*12 for the 
sp. gr. of austenite at room temp. ; F. Wever's value is 
8*04 ; and K. Tamaru\s value 8-097. 

Fig. 184.— The Effect C. Benedicks said that troostite, sorbite, and pearlite all 
of Carbon on the have the same sp. vol., and that the sp. vol. of austenite is 
Specific Volume of martensite greater than that of pearlite. 

martensite ana Aus- ^ Juptner gave 7*82 for the sp. gr. of pearlite, and 

0*1279 for the sp. voL J. H. Andrew and A. J. K. Honey- 
man observed that, as indicated by the sp. vol., the tempering of martensite begins 
at or below 150°, but it is not complete at 360° in an hour. The sp. vol of fully 
tempered martensite is the same as that of the corresponding pearlite, indicating 
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that in both Conditions of steel, the ccmentite possesses the same crystdJline form. 
E. Maurer represented the effect of carbon on the sp. vol. of martensite and 
austenite by the curves Fig. 184. The changes in sp. gr. or sp. vol. during the 
transformation of austenite to martensite were studied by W. Fraenkel and 
E. Heymann, H. Hanemann and L. Trager, E. Scheil, M. Levin and K. Dornhecker, 
K. Honda, P. Wever and P. Eiitten, A. Westgren and 6. Phragmen, K. Heindlhofer 
and F. L. Wright, and W. L. Pink and E. D. Campbell. L. ffimmermann and 
H, Esser studied the sp. vol. of cast iron. K. Honda found that the sp. vol. of 
austenite, and of the a- and jff-martensites, depend on the carbon contents, thus: 

Carbon .... 04 07 1 0 1*2 per cent, 

j Austenite . M262 01250 01200 04263 

Sp. vol. < a-ma^tenslt<^ . 0 1270 0 1283 0 1294 04300 

I ;5-martensifo . 0 1265 04208 0 4270 04272 

and for the sj). vol. of ceiuentite at room temp, and at 1130®, K. Honda and co¬ 
workers gave respectively 04304 and 04360; and for iron, respectively 04271 and 
04331. 

The changes in volume during The observations of K. Tamaru, and 

others ha^e been discussed in connection with tempering. According to H. C. Cross 
and E. E. Hill, carbon steels, with up to 1-30 per cent, of carbon, decrease in density 
when quenched due to the formation of martensite. The magnitude of this decrease 
rises with increasing carbon content, reaching a maximum at about 1 per cent, 
carbon, and then falls off slightly. Upon tempering, the quenched steels gradually 
increase in density. A decrease in density is noted in the hyper-eutectoid steels 
when tempered at 225® and this may be ascribed to the tempering of retained 
austenite. Upon further tempering above 225®, the density of all samples increased, 
ultimately approaching the density of the annealed steel upon tempering at 600®. 
The greatest increase in density occurs upon tempering at 300®, the rate of increase 
then gradually falls off as the tempering temp, is raised to 600®. 

Quenched austenite is more stable than martensite at room temp, and up to 
200®, so that on tempering up to 200®, martensite needles may be converted into 
troostite ; and if a sample be then cooled in liquid air, needles of martensite appear 
in a ground mass of unaltered or super-cooled austenite. Water-quenched steel 
contains martensite mixed with some austenite. On tempering, martensite alters 
to troostitic and sorbitic pearlite with an increase in vol. The change is at about 100®, 
and is nearly complete at 200® ; and austenite begins to pass into sorbite at about 
250®, so that as the temp, rises to 300® to 500®, the sp. vol. decreases by the passage 
of what G. Tammann and E. Scheil call distended pearlite, or troostitic pearlite, into 
normal pearlite. Any austenite converted at or below 250® furnishes this dis¬ 
tended or troostitic pearlite, and any converted above 250° furnishes normal sorbitic 
pearlite. The pearlite is distended at 100® to 300® because it has a smaller sp, vol. 
than the martensite from which it was derived. The solid is not sufficiently mobile 
at these temp, to allow it to contract and fill the spaces that tend to form. Hence, 
tempered steels have usually a high sp. a’^oI. Ordinary pearlite formed by the slov 
cooling of austenite has a sp. vol. of 042856, whereas the distended pearlite has a 
sp, vol, 04303. 0. C. Ralston suggested that if the distended pearlite is sorbite or 
troostite, the sp. vol. 04303 corresponds to a real vol. and is not due to a distortion 
of the pearlite lattice as a result of its rigidity at the low temp, of the tempering. 

According to G. Tammann and E. Scheil, water-quenched steel has about 50 per 
cent, martensite embedded in a matrix of super-cooled austenite ; and steel quenched 
in liquid air has a sp. vol. of 042965 corresponding with about 80 per cent, marten- 
site. K. Honda and H. Endo found that by repeated cooling in liquid air, and 
warming back to ordinary temp., the sp. vol. could be brought to 0*1303, very nearly 
the value 0*1310 for martensite. Hence, quenching in liquid air did not completely 
eliminate the austenite. 

The changes in volume on solidification or melting.—H, Moissan found that iron 
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with but little carbon contracts on solidification, but when saturated with carbon, 
the metal expands on solidification. 0. C. Ralston gave dv/v==0*036 for the best 
representative value of the expansion per unit volume for purified iron on melting 
at 1535®. According to W. C. Roberts-Austen and T. Wrightson, the sp, gr. of 
solid iron, near its m.p., is 6*95, whilst that of the liquid metal, a little higher in temp., 
is 6*88. R. Mallet made observations on this subject. T. Wrightson gave for the 
sp. gr. of cold, solid grey Cleveland iron, 6*95 ; molten iron, 6*88 ; and iron in the 
plastic state, 6*50. C. Benedicks and co-workers found the sp. gr. of liquid iron 
holding 0*10 per cent, of carbon, which was estimated to increase to 0-2 or 0*3 
|)er cent, of carbon during the experiment, to be 6*92±0*07 at 1550°. This corre¬ 
sponds roughly with a linear shrinkage of ^Vth in passing from the m.p. to ordinary 
temj). K. Honda and co-workers obtained the results summarized in Fig. 185. 
The sp. gr. curve of liquid iron containing diflerent proportions of carbon, and, for 
comparison, the liquidiis curve, arc given in Fig. 185. Both curves are of the 
same general type. At 1600°, the sp. vol., v, and the increase in the sp. vol., 8v 
per 1W°, are: 


Carbon 

. 0 

0-5 

10 

1*5 

2*0 

3*0 

4*0 per cent. 

8 p. voh 

. 01307 

0*1445 

0*1461 

0*1471 

0*1487 

01518 

0*1566 

Bv 

. 00020 

0*0023 

0*0025 

0*0028 

0*0030 

0*0035 

0*0038 


The effect of additions of various elements on the sp. vol. is indicated in Fig. 186. 




Fxo. 185.—Specific Gravity Curve of Fig. 186.—The Effect of Various 

the Liquid Alloys of Carbon and Iron. Elements on the Specific Volume of Iron. 

According to F. Wiist, the contraction of purified iron from the solidifying temp, 
is 2*39 per cent. It is diminished by carbon, the addition of 1*7 to 2 per cent, giving 
a minimum of 1*9 per cent., but then slowly increases as the carbon is further 
increased. Phosphorus diminishes the contraction to 1*3 per cent, at 1*7 per cent, 
phosphorus, but further addition increases the contraction. In both series of alloys 
the formation of mixed crystals diminishes the contraction, but when the limit of 
solubility is exceeded and iron carbide or iron phosphide is formed, the contraction 
increases. Silicon diminishes the contraction of iron from 2*37 per cent, to 1*7 
per cent, at a content of 18*24 per cent, silicon. Manganese was the only element 
investigated which increased the contraction, which rose to 2*89 per cent, at 15*5 
j)er cent, manganese. Sulphur diminishes the contraction rapidly up to a content 
of 1 per cent., afterwards more slowly, but with no minimum value as in the case of 
phosphorus. Nickel diminishes the contraction of iron very little, with a minimum 
at about 25 per cent, nickel. Chromium diminishes the contraction uniformly 
to 1*80 per cent, at a content of 21*4 per cent, chromium. Iron alloys free from 
graphite show an elongation at the beginning of solidification, the magnitude of 
which corresponds roughly to that of the soliditication period of the alloy. 
C. Benedicks and N. and 6. Ericsson, and C. H. Desch and B. S. Smith gave for 
ii;on with 0*03 to 0*04 per cent, of carbon, and for alloys with 3*12 to 3*65 per cent, 
of carbon: 

0 03 to 0*04 per cent. C 3* 12 to 3 65 per cent, 0 
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The mean values for 0*04 per cent. carl)on are respectively 74X1 and 7*17 at 1515®, 
and for 3*40 jHit cent, carbon rosJ)ectively 7*25 and 6*86 at 1355®* H. A. Schwartzs 
found the sp. of liquid iron between 1375'’ and 1500® varies 0*02 grm. j)er c.r, per 
degree; and that at 1450®, sp. gr.=7*16—0*l[SiJ-0-7[C], where the symbols 
represent parts per 100. D. W. Berlin gave for carbon-free iron, and iron with 
1*2 per cent, of carbon: 

m.p. 1650® 1000“ 4650“ 1700“ 

Carbon-free . . 7*4 7-3 7*2 70 69 

1-2 per cent. C.. . - 7*0 6-9 6-8 6‘7 


F. Sauerwald and co-workers found the sp. vol. and sp. gr. of grey cast iron—with 
3*32 per cent, total carl^on ; 2*72 percent, graphite; 2*76, Si; 0*56, Mn ; 0*126, 8 ; 
and 0*492, P: 

700’ 800- 840" 900’ 1000® 1100® m.p. 1200® 1300® 

Sp. vol. . . 01460 0 1478 0 1484 0-1470 0-1457 0-1444 0-1444 0-1435 0-1445 0-1477 

Sp. «r. . . . 0-85 0-77 0-73 0-78 6-86 6-92 6-92 6*97 6-92 6-77 

. . . . . .. . " V . ^ . ■'■ ■V. .. ^ 

Solid Liquid 

The results arc plotted for Ihe sp. vol. in Figs. 187 and 188 ; there is o maximum 
on the curve at 840®. H. A. Schwartz represented the sp. gr., 7), of liquid iron, at 
1450®, by /)-“7*l()—(0*1 Si-} 0*07 (^). Observations were made by 0. Dearth and 
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Fio, 187.—^The Effect of Temperature on 
the Specific Volume of Iron. 


Fig. 188.— Tlie Effect of Carbon on 
the Specific Volume of Iron. 


F. Sauerwald, W. Krause and F. Sauerwald, W. Biltz and K. Meisel, and J. J. 8as- 
lawsky. According to F. Sauerwald and E. Widawsky, the sp. vol. of molten 
iron-carbon alloys does not follow the mixture rule, and hence they infer that the 
liquid metal contains the tritacarbide, FesC. Their results are summarized in Table 
XV. W. Biltz and K. Meisel calculated 1*05 for the at. vol. of a-iron at absolute 
zero. 


Table XV.— The Specific Volume of the Ibon-Carbon Alloys. 




Specific Volume 

Temp. Coctf. 

Specific (Sravity 

Tarboii 

Liquidus 






l>er rrnt. 

at Liquidus 

at 1600 

- 10* 
dT 

at m.p. 

at 1600° 

0-0 

1533° 

0-1402 

0-1405 

0-05 

7-13 

7-12 

0-5 

1480'’ 

01408 

01411 

0-00 

7-10 

7-08 

1*0 

1458° 

0-1412 

0-1417 

000 

7-08 

7-05 

1-5 

1422° 

0-1410 

0-1425 

0-07 

7-065 

7-02 

2-0 

1382° 

01418 

0-1432 

007 

7-05 

6-98 

2-5 

1341° 

0-1419 

0*1438 

0-08 

7-05 

6-96 

3-0 i 

1290° 

0-1419 

0*1446 

0-08 

7-05 

0-92 

3-5 

1232° 

0-1418 

0-1462 

0-09 

7-05 

6-88 

4-0 1 

1170° 

0-1415 

0-1459 

0-10 

7-00 

6-86 

4-2 ! 

1 

1150° 

0-3414 

0-1462 

0-10 

7-07 

6*84 


K. Honda and co-workers found for the increase in volume, hvjv, which occurs 
during the solidification of cast iron with Gr per cent, of graphite, and C per cent, of 
decomposed cementite : 
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Gr . . 3-10 2*80 2-38 100 0*22 0-12 0*00 

C , . 46*40 42*80 36*60 28*40 14*06 3*02 1*79 0*00 

hiv . . 2 74 2*22 1*98 0*82 -1*60 -307 -3*64 -4*00 

The volume chctnges at the eutectic temperature, —K. Honda and H. Endo estimated 
that pure iron on freezing at 1530° contracts 4*4 per cent, in volume. The sp. voL 
of a-iron at 1450° is 0*1366 ; and of 8-iron at 1530°, 0*371, and the sp. gr., 7*29. 
They gave for the sp. vol. of white cast iron with 4*1 to 4*3 per cent, total carbon, 
and 2*8 to 3*0 per cent, graphite : 

n30*(m,p.) IISO** 1200* 1250* 1300^ 

Sp. vol . 0*1433 0*1435 0*1446 0*1460 0*1480 

Sp. gr. . . . . 6*97 6*96 0*91 6*85 6*75 

The increase in vol., Sv/i’, decrcaHes as well, becoming zero with 2*06 per cent, 
of graphite (4*1 per cent, of total carbon and 0*38 per cent, of silicon). When 
no graphite is precipitated, and the metal is 100 per cent, white cast iron, extra¬ 
polation shows that the contraction during solidification is 3*6 per cent. The 
results show the relation between the change of vol. and the liberation of graphite 
during freezing; and they agree with the assumption that the graphite present 
in cast iron is a decomposition product of the cementite which is precipitated from 
the molten alloy during solidification— vide supra. F. Sauerwald and co-workers 
gave for pig-iron of a eutectic composition, 6*85 for the sp. gr. and 0*1460 for the 
sp. vol. at 700°, the sp. vol. rose to a maximum of 0*1484 (or sp. gr. 6*73) at 840°, 
and then decreased steadily to the m.p. where a sharp decrease occurred followed 
immediately by a rapid increase on liquefaction. The abnormal contraction at 
the m.p. is attributed to the formation of large quantities of cementite in the melt, 
and the maximum in the sp. vr>l. curve to the formation of cementite and y iron, 
F. Sauerwald and J. Weeker found the .sp. vol., i\ and sp. gr., D, of white cast iron 
))eforo and after melting, to be r—0*1398 and I) =^7*15 for the solid, and --0*1418 
and J)~ 7*05 for the liquid ; and for grey ca^t iron, 0*1449 and 1)- 6*90 for the 
solid, and 0*1435 and for the liquid. (Consequently, while grey cast iron 

contracts on melting, white cast iron expands. F. Sauerwald and K. Widawsky 
found that the contraction of .solid grey iron is diH‘ to tlio di,^solution of graphite, 
and that cementite is formed when the grey iron is melted. The data for grey 
cast iron, and white cast iron are : 
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L. Zimmerraann noted a break in the sp. vol. curve at about 700° with white 
cast iron, and found that the expansion which occurs on melting is between 1*33 
and 1*41 per cent. J. J. Saslawsky studied the atomic volume. W. L. Bragg ^ 
calculated for the atomic radius, 1*40 A.; W. P. Davoy, 1*236Xl0“8 cm.; 
C. Benedicks, l* 26 xl 0“8 cm.; M. L. Huggins, 1*23 A. for bivalent iron; and 
G. Natta, 0*83 A. G. Natta and L, Passerini found that if the radius of oxygen is 
1*32 A., that of iron is 0*82 A, Observations were also made by A. M. Berkenheim, 
E. J. Guy, V. M. Goldschmidt, H. G. Grimm, E. Herlinger, M. L. Huggins, 
L. Pauling, J. 0. Slater, and E. T. Wherry from which it follows that for 
tervalent iron atoms, the effective radius is 0*49 to 1*45 A. A. Kapustinsky 
investigated the effect of solvation on the ionic radius; and F. Wcver, the 
effect of polymorphic transformations. C. Benedicks discussed the sphere of 
activity of the atoms ; P. Vinassa, the mol. number; and J. A. M. van Liempt, 
the atomic constants. 

J. B. A. Dumas ^ observed that iron is scratched by glass of hardness 5*6 on 
Mohs’ scale. F. C. Calvert and E. Johnson said that iron is the hardest of all the 
ductile metals—the hardness of Staffordshire iron being 6 to 7 on Mohs’ scale, and 
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that of st-eel 6. J. R. Rydberg gave 4*5 for the hardness of iron on the same scale. 
H. F, E. Lenz also reported the results of some tests on the hardness of metals. 
Actually, P. P. Cioffi found the hardness of iron of a high degree of purity to be about 
the same as that of annealed copper, that the hardness of iron On Mohs' scale is 
5*5, and after heating in vacuo, 4*5. T. Turner observed that the hardness of iron 
is 1375 when that of copper is 1360, and that of the diamond 3010. These state¬ 
ments serve to illustrate how simple a property hardness was considered to our 
predecessors; a marked contrast to what the term means to-day. There is also 
little to indicate the marked change in the hardness which occurs with modifications 
in the thermal treatment. Hardness may be defined as the resistance of a body 
against permanent change of shape; or, less rigorously, as T. Turner expressed it, 
hardness is the property of resisting penetration, so that a hard body is one which 
under suitable conditions readily penetrates a softer material. The phenomenon 
is really a complex one, so that hardness varies in kind. The manifestations of 
hardness vary with the form of stress to which a metal may be subjected, so that 
phrases like tensile hardness, cutting hardness, abrasive hardness, and elastic hard¬ 
ness have been employed. The usual tests for hardness are static in character, but, 
as T. Turner pointed out, the conditions are different when the penetrating (or other) 
body is moving with a greatest or less velocity. Dymmic hardness is exemplified 
by resistance to the action of a sand-blast, to the pounding of a heavy locomotive on 
a steel rail, to a projectile, or to a cutting tool in a lathe. The subject has previously 
been discussed from one point of view—2. 20, 7. 

8. Bottoneassumed that, in general, the closer the atoms are packed, the greater 
the hardness; hardness varies inversely as the at. vol. Hard metals have a low 
at. vol., and soft metals a high at. vol. G. Wertheim made a similar observation 
with respect to tenacity about 1844 ; and W. C. Koberts-Aiisten, with respect to the 
influence of foreign elements on the tensile strength of gold ; and F. Osmond, with 
respect to the influence of various elements on the critical temp, of iron. Bene¬ 
dicks pointed out a certain analogy between the atomic volume rule and the gas 
law that the press, of a gas at a given t(‘mp. is proportional tc^ the number of mole¬ 
cules in unit space, for the hardness or the resistance ofl^ered by a solid to the entry 
of anotlier body will increase as tlic number of atoms in unit vol. is increased. 
The subject was discussed by L, Gruardet, and (\ H. Deseli. M, Hanriot observed 
that iron with a hardness of 57*7 units acquired a hardness of 62*3 after lieing com¬ 
pressed by a press, equivalent to 10,(XH) kgrms. per sq. cm.* vide infra, the influence 
of cold-work. 

The parallelism between hardncs.s and at. vol. is not rigid, and might be better 
if the metals wei*e tested under like conditions. P. Ludwik said that the comparison 
should be made at temj). bearing some relation with the m.p. G. Mara illustrated 
the idea by calculating the atomic concentrations of a number of steels of known 
composition and hardness. According to K. Honda, for a given substance having 
a definite molecular force, its hardness increases with the fineness and strained 
state of the structure, and for the same structure, and the same degree of strain, 
the hardness of a substance increases with the strength of its molecular force. 
C. A. Edwards found that there is an even closer parallelism between the hardness 
and the m.p. of the metals than with the at. vol. P. Lasarefi said that the propor¬ 
tionality between hardness and at. concentration—the reciprocal of the at. vol.-— 
follows from the assumption that the mutual attractive forces of the atoms of 
different elements is the same function of the distance between them. I. Traube 
observed a close parallelism between the hardness and internal press.; and 
C. Benedicks, between hardness and osmotic press. 

The various methods for measuring hardness have been summarized by the 
nomenclature committee of the Iron and Steel Institute in 1902 ; and reports were 
issued by the Institution of Mechanical Engineers in 1916, and 1929. The study of 
the so-called absolute hardness by H. Hertz, F. T. Trouton, etc., was discussed 
2. 20, 7. The summary with some modifications is as follows ; 
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I. —Tho liardbriess of a body is determined by the penetration into it of another body. 

A .—When the rospectivo positions of both bodies remain unchanged during the 

operation of testing. 

(a) The penetration of tho foreign body i» effected by means of a steady press. 

(1) The depth of penetration, press., constant— e.g. J. A. BrineU’s indentation test, 

(2) Press, required to produce a fixed depth of penetration. 

(&) The foreign body is driven in by means of a falling weight. 

(1) The depth of penetration produced by a constant blow—the diamond 

indentation test, and S. P. Rockwell's test. 

(2) The force of blow is required to produce a fixed depth of penetration— 

E. G. Herbert’s pendulum. 

R.—Tlie respective positions of both bodies vary during the operation of testing. 

(a) By scratching the surface with normal substances of various hardness— e.g. T. See* 
beck’s proposal, and F. Mohs’ mineralogical test. 

(ft) By pressing the harder substance against the body to be tested. 

()) The press, required to plough a way through a certain distance, or in a certain 
time, a definite portion of the test body— e.g. W. J. Keep’s drill test. 

(2) The weight of material removed from the test body by a definite press, in a 

<lofinite time. 

(3) The press, necessary to produce on tlie test body a furrow of definite width 

— a.g. T. Turner’s sclerometer. 

. (4) The width of furrow cut in the test body by a definite loading of the cutting 
agent— e.g. A. Martens' sclerometer. 

(5) The number of rotations required to cut a definite deptli into a sulistanee 

by a diamond tiiJped borer under a definite load— e.g. T, A. Jaggar's and 
W. J. Keep's processes. *3'lie dynamic iests, liowever, introduce complica- 
lions which obscure the development of tlic difficult concept of hardaess. 
H. P. Hollnagel found that soft wrought iron may appear hard when rotated 
fast enough. Thus, at a speed of 30 ft. per sec., a soft WTought iion disc 
was cut by a steel tool; at 100 ft. per sec., it cuts the steel tool; and at 
300 ft. per sec., it cuts quartz. 

(6) The abrasive hardness discussed by Robin, etc. 

(c) By measuring the height of rebound of a hard body dropped from a given height 
on to the surface to be tested—e.g. A. Shore’s scleroscope. 

II. —The liardness of a body is deduced from the properties of tenacity of the material— 
vide infra. 

G. D. Bengough pointed out that the hardness measured by these tests involves 
two or more variables ; and that hardness alone cannot be measured directly. This 
was also the opinion of W. il ITnwdn. The different kinds of hardness are the 
resultants of different groups of component forces. Thus, according to G. D. Ben¬ 
gough, T. Turner s sclerometer gives readings probably proportional to tenacity and 
density ; A. F. Shore s scleroscope gives readings proportional to the elastic limit, 
and the elastic hardness so measured would be more accurately called resilience ; 
J. A. Brincirs test measures resistance to compression which is nearly proportional 
to tenacity, the reciprocal of compression ; and T. A. Jaggar’s tost depends on 
tenacity, density, and elongation. The term hard is also applied to metals with a 
high tensile strength and a low elongation, but the term coherent would be more 
appropriate ; metals with a low tensile strength and high elongation could then be 
called viscid instead of soft; metals with a high tensile strength and high elonga¬ 
tions could then be called dmtile ; and metals with a low tensile strength and low 
elongation could be called weak. 

Observ^ations on the testing of the tiardness of iron and its alloys were made by 
A. H. d’Arcambal, G, Auchy, E. S. Ault, J. C. Ayers, G. W. Barr and co-workers, 
R, G. C. Batson, C. A. Bauer, C. Benedicks and V. Christiansen, V. Bernard, F. Bolienrath, 
C. A. Briggs, J. A. Brmell, R. 0. Brumfield, B. K. Bullens, G. Charpy, H. le Chatelier and 
co-workers, J. Class, C. J. B, (.^ooke, H. H. Coolidge, 1. H. Cowdrey, J, VV. Craggs, A. K. Crisp, 
W. J. Crook and H. S. Taylor, N. N. Davidenkoff and G. N. Tit off, C. H. Davis, 
H. E. Degler, G. H. Denison, H. C. Dews, C. Dillner, P. W. DOhmer, J. W. Donaldson, 
F. W, Duesing, P. Dufour, J. Durand, H. K. Dutelier, (). A. Edwards and oo-workei-s, 
J. V. Emmons, R. Esnault-Pelterie, G. S. Evans, A. B. Field, F. Figari, J. E. Fletcher, 
A. FOppl, M. F. Fogler and E. J. Quinn, A. V. do Forest, F. E. Foss and R. C. Bramfield, 
H. Fowler, E. Franke, C. de Frerninville, H. J. French and co-workers, T. Friesendorff, 
J. D. Gat, K. Genders, H. M. German, S. L. Goodale and R. M. Banks, S. H, Graf, 
C. Grard, K. H, Greaves, L. Grenet, R. Guillory, L, Guillet and co-workers, A. Hoar and 
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T. von Karxnaiii B, A. HacMold and S. A, Main, B. P. Haigh, P. »T. Ha(er and A. H. Stuart, 

G. A* Hankina, P. Hai^reavea, C. W. Ham and iT. W. Huckert, K. Heindlhofer, H, Hencky, 

B. G. Herbert, W. Herold, F, P. Hitchcock, H. P. Hollnagel, C. W. Holmes, H, A. Holz, 

K. Honda and co-workers, S, L, Hoyt, H» Hubert, A. Hultgren, F. H. Hurren, J* B. Hurst, 
M. Tohihara, J. Innea, E, Irion, K, Ito, P. Jannettaz, L* Jannin, J. L. Jones and 

C. H, Marshall, R. L. Jones, L. Jordan, W. J. Keep, J. O. Keller, E. J. Kelley, F. 0. Kelley, 
O. Keune, R. L. Keynon, H. Z. Kip, H. B. Knowlton, F. Koerber and I. B. Simonsen, 

S. Kokado, F. Krau, B. Kuhnel and co-workers, C. Kugler, W. Kuntze, E. F. Lake, 

O. H. Lehmann, R. M. Leslie, P. Lieber, P. Lndwik, V, E. Lysaght, D. J. MacAdam, 
A. MoCance, R, Mailander, A. Mallock, R. MalmStrOm, F. S. Mapes, R. Mather, E. Maurer, 
E, MenzeJ, W. J. Merten, A. Mesnager, E. Meyer, H* Meyer and F, Nehl, G. A. A. Middel- 
berg, H. Moore, R. R. Moore, G. Moreau, H. H. Morgan and J, R. Mooney, M. Moser, 
R» Mouillac, K. H. Muller and E. Piwowarsky, P. Nicolau, P. Nicollet, G. Kidecker, 

A. L. Norbury, A. L. Norbury and T. Samuel, A. Ohnstein, J. Okubo and M. Hara, 

T. y. Olsen, H. O’Neil, A. R. Page, A. L. Parsons, J» G. Pearce, S. N. Petrenko, A. Picarelli, 

H. R. Pitt, M. Plant, A. Pomp, A. Pomp and H. Schweinitz, A. Portevin, A. Portevin and 
H. Berjot, L. Prandtl, M. S. and J. S. U. Primrose, G. W. Quick and L. Jordan, 

E. Rasch, H. S. Hawdonand co-workors, H. Redeuz, P. Rehbinder, A. Reichelt, C. O. Reid, 

M. Retzow, L. Revillon, Ricolfi, F. Riedel, A. Rios and L. Zimmermann, F. Robin, 
S. P. Rockwell, P. le Rolland, A. Rosiwal, P. Roasi, P. Roudio, G. A. Rousch, O. C. Rudolph, 

G. Sachs, R. Saiicery, D. A. N. Sandifer, F. Sauerwald and co-workers, A. Sauveur, 

N. N. Sawin and E. »Starhrowsky, M. Schandt, J. J. Schneider, E. Schiiz, M. von Schwarz, 

F. Schwerdt, 0. Sellergfeii, J. Shau, G. A. Shires, A. F. Shore, T. G. Slater and T. H. Turner, 

B. L. Smith and G. Sandland, S. (\ Spalding, M. Spindel, A. Stadeler, B. Stoughton 
and J. S. McGregor, R. Stribeck, M. Suzuki, K. Takahasi, K. Toniguchi, F. C. Thompson, 
F. S. Tritton, L. B. Tuckerman, T. Turner, F. T. Tuipin, W. C. Unwin, F. WaizeneMer, 

L, Waldo, F. Walker, A, Wallichs and H. Schallbroch, A. Walliclis and co-workers, 

H. L. Whittemore, L. W. Wild, A. Wildometz, S. R. Williams, and F. Wiist and 

P. Bardenheuer. 

E. Meyor showed that in Brinell’s test, if P denotes the load in kgrras., and d the 
diameter of the indentation in mm., P^ad^, where a and n are constants for a given 
material; or a may bo regarded as the load required to give an indentation of 
unit diameter, and 7i, the hardcnability or capacity of the metal for becoming strain- 
hardened, either by increased imhmtation, or by other cold-working oj)erations. 
n is very nearly 2, and the results arc often represented a^Pjd^. The subject was 
discussed by H. Moore, H. O’Neil, T. Baker and T. F. Russell, C. A. Edwards and 
F. W. Willis, J. J. Schneider, A. Kurth, R. G. C. Batson, B. P. Haigh, etc. Accord¬ 
ing to 0. Keune, if B denotes Brinell's hardness of iron ; Brinell’s hardness of the 
standard ; the scleroscopic hardness of the standard ; and S 2 , the scleroscopic 
hardness of the specimen, then - Si)BiJSi. Since the difierent tests 

for hardness measure different groups of properties, they might be correlated 
through their components--density, tenacity, etc. As it is, a close agreement is not 
to be expected, although T. Turner found that the results with his sclerometer, 
A. F. Shore's scleroscope, and J. A. Brinell's penetration test, are either in agree¬ 
ment with, or proportional to one another. Thus, taking one-sixth of the value of 
J. A. Brinell's numbers : 



Turner’s 

A. F. Shore’s 

J. A. Brinoll'fl 

Lead 

10 

10 

1-0 

Softest iron 

. 150 

— 

14*6 

Mild steel 

. 210 

220 

10 to 24 

Soft cast iron . 

. 21-4 

240 

24*0 

Kail steel 

. 24 0 

270 

26 to 35 

Hard cast iron 

. :i0-0 

400 

35*0 

Hard white iron 

. 720 

700 

75*0 

Hardened steel 

— 

950 

93*0 


R. A. Hadfield gave the comparison, shown in Table XVI, of J. A. Brineir» 
ball test, and A. F. Shore’s scleroscopic hardness. The subject was discussed by 
T. N. Holden, and S. N. Petrenko. There is some relation between hardness and 
tensile strength, as shown by R. A. Hadfield’s comparison, Table XVI, of the 
hardness and the compressive strength, tensile strength, and elastic limit of a great 
variety of steels. R. H. Greaves and J. A. Jones measured the ratio: Tensile strength 
(tons per sq. inj/BrinelFs number for over a thousand steels, and they observed : 

VOL. xni. c . 
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B»tio 

Heat-treated steels with BrinelPs number 250 to 400 .... 0*21 

Heat-treated steels with Brinell’s number<^250 ..... 0*215 

Medium carbon steels—rolled, normalized, or annealed .... 0*22 

Mild steels—rolled normalized, or anneal^ . ..... 0*23 


but no satisfactory explanation of the constancy of the ratio has been given. 
W. H. Hatfield found that the relation between Shore’s hardness and the elastic 
limit was not always proportional, since the curves sometimes crossed. R. R. Abbott 
gave a number of empirical factors for converting Shore s hardness, /S, into BrinelFs 
hardness, JB, for carbon steels : ; for converting Brinell’s number, B, 

into tensile strength in lbs. per sq. m., T, for carbon steels, T=0*75B—28 ; and for 
converting Shore’s number,/S, into tensile strength in lbs. per sq. in., T==4*4>S—28. 
E. Schiiz represented the relation between BrinelFs hardness, //, and the tensile 
strength, T kgrms. per sq. mm., of cast iron by E=~k(H~i0)y where A; is a constant. 
The deviations from the rule were due to the proportion of ferrite and pearlite, and 
to the size of the graphite flakes. 

Table XVI.- -Compahison or Habbne&s with the Tensile Strength and 
Elastic Limit of Steels. 


Hardiiesfi 

Tensile streniith 
(tons per etp in.) 

Compression (tons per sq. in.) 

Shore’s 

Hrjjioirs 

A ield-i>oint 

Mftxiimim 

stress 

. . 

Klastic limit and 
0-25 per cent, 
compression 

(ompression i>er 
100 tons per sq. In. 

_ 

150 

20 

3« 

17 

40-0 

-- 

175 

20 

41 

19 

40-0 

34 

200' 

32 

40 

21 

350 

38 

225 

38 

51 

23 

31*0 

42 

250 

44 

56 

20 

27-0 

40 

275 

50 

01 

30 

230 

50 

300 

50 

00 

34 

19*0 

54 

326 

01 

71 

38 

15*2 

67 

350 

07 

70 

43 

11-3 

01 

375 

73 

81 

49 

8*0 

04 

400 

79 

86 

55 

5-6 

08 

425 

84 

91 

61 

3*8 

71 

450 

90 

90 

07 

2*4 

75 

475 

9(/ 

101 

74 

1'3 

78 1 

500 

102 

100 

81 

: 0*0 

80 1 

525 

107 

1 111 1 

87 

023 

84 ' 

550 

113 

! no 

94 

1 0-21 

80 1 

575 


121 1 

101 i 

0'20 

89 I 

000 

- 

120 1 

108 1 

0 18 

92 * 

025 


131 

115 i 

1 0*10 

95 , 

050 

1 

130 

122 ' 

014 

99 

075 

1 

141 

129 i 

013 

101 I 

700 


- 

130 - 

012 


725 

j 


141 ! 

Oil 

- 

750 

1 

- 

151 1 

0 09 

- 

785 


- 

159 1 

0*08 

■ 

800 


1 

100 

0*07 


K. H. Abbott also gave for nickel bteelb., 7’=-U*71i^- 32; 7'™3-5iS’ —0; and if *-5*0^> -f 4B ; 
for chromium-vanadium steels, 7-0*7117 -29; 7’ —4*2*S — 21 ; and 5'5/S'-} 27 ; for 
low chromium-nickel steels, 7 = OOSB — 22, 7’~3'7*y—1; and if =5*4/S'-f 33 ; for high 
chromium-nickel steels, 7’=-0-7]if - 33 ; 7'“3*7/S' — 3 ; and 58 ; and for all 

steels grouped together, T- 0-70/?- 26 ; 7’. 4‘0/V- 15 ; and B — 5*5/S'-f 28. 

J. S. (1. Primrose recalculated these results; and J. E. Stead represented the 
relation between BrinelFs number, B, and tenacity by : Tenacity (tons per sq. in.) 
, or tenacity (kgrms. per sq. mm.) -- 10. J. Navarro represented 





the telation betwe^sn the hardness, B, and the coeff. of the resistance to bending, or 
the transverse breaking stress, 8 kgxms. persq. mm., of cast iron, by B=3*23B+42. 
T. Friesendorff studied the mathematical theory of BrinelFs test. The relations 
between the hardness and the other mechanieal properties of iron and steel were 
discussed by T. Baker and T. F. Russell, E. Baumann, G. S. Bell and C. H. Adamson, 

G. Berndt, H. Bohner, H. M. Brayton, I. H. Cowdrey, H. A. Dickie, P, W. Dohmer, 
P. Goerens, B. H. Greaves, R. H. Greaves and J. A. Jones, H. Hencky, K. Honda 
and K. Takahasi, P. Hugueny, E. J. Janitzky, H. von Jiiptner, F. Kick, B. Kirsch, 
A. Kiirth, A. Leon, E. Meyer, W. Miiller, A. L. Norbury and T. Samuel, J. Okubo, 

H. O’Neil, V. Poschl, A. Portevin, F. Reiser, T. F. Russell, F. Sauerwald and 
K. Knehans, F. Sauerwald and H. Viessen, E. Schiiz, 0. Schwarz, W. K. Shepard 
and C. T. Porter, A. F, Shore, T, Swinden and G. R. Bolsover, J. J. Thomas, A. Vieren- 
deel, F. Wiist and P. Bardenheuer. B. D. Saklatwalla and H. T. Chandler applied the 
probability law of the frequency of errors to the choice of the results of Brinell’s test. 

F. Auerbach, in applymg H, Hertz’s method of measuring absolute hardness 
—2. 20, 7—showed that hardness and elasticity are associated quantities in 
that variations of the one are attended by corresponding variations of the other 
independent of the body operat/cd upon. His method of calculation is based on 
the assumption that when the total pressure between a sphere and a plane of a given 
body is increased up to the elastic limit, the time of yielding is sharply marked either 
by a permanent set, or by rupture at the area of contact, and the hardness is then 
determined by the total pressure and the diameter of the impressed area for the time 
in question. The electrical resistance and hardness also appear to be related in 
some way, because when one increases, the other also imTcases. As the temp, falls, 
the electrical resistance also falls, but usually the hardness is considered to increase 
as the temp, falls. C. Barus and V. Strouhal, and C. A. Casperson, indeed, estimated 
the hardness from the electrical resistance of steels (q.v.), and K. Heindlhofer, from 
the magnetic hardness (q.v.). 

H. O’Neil found that the scratching hardness of single crystals of iron is greatest 
in a direction parallel to the lobes of the pressure figures; and the hardness 
is greatest in a direction at right angles to that of the 
elongation due to cold-work. In aggregates of crystals, 
the hardness becomes greater in the region of the boun¬ 
daries of the crystal grains; and in cold-worked metals, 
etch bands are also super-hardened. H. Gries and 
H. Esser also measured the hardness of single crystals of 
iron. W. K. D. Jones and K. G. Jjewis, W. Schwinning 
and E. Strobel, E. Greulich, and F. Sauerwald and co¬ 
workers discussed the hardness induced by the cold-work, 
or cold-deformation— i.e. work-hardening. Hot-defor¬ 
mation does not have a hardening effect in the same 
sense, but it causes the metal to recrystallize. M. Mikhai- 
lolf and I. Ohurbanoff studied the hardness of iron 
broken by tension. B. Stoughton’s results for the scleroscopic hardness of cold- 
rollod, electrolytic iron arc shown in Fig. 189; the hardness increases up to a 
constant value with an increase in the work performed on the iron. The subj(‘ct 
was discussed by K. Jonson, M. Guichard and co-workers, and B. Garre. 

G, P. Fuller gave 14 to 16 for the scleroscopic hardness of 99*966 per cent, 
electrolytic iron annealed to remove hydrogen. T. D. Yensen found Brinells 
hardness of electrolytic iron, melted in vacuo, to be 60 to 70. D. J. MacNaughtan 
showed that the hardness of electro-deposited iron is dependent to some extent on 
the conditions of deposition. Thus, with the pH-value for the H*-ion concentration 
4*5 to 4*2, the Brinell’s hardness varied from 167 to 196; with pH=3*6 to 3*8, 
226 to 244 ; and for pH—3-3 to 3-5, 266 to 281. Again, with current densities of 
6, 10, 16, and 20 amps, per sq. ft., the Brinell’s hardnesses of the deposits were 
respectively 182, 229, 283, and 354. A rise in temp, tends to soften the deposits. 



/^rcf itage reducewn by rolung 


Fig. 189 ---The Solero- 
M‘opic Haf<:ines.s of Cold- 
Rolled Iron. 
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The hardness of electro-deposited iron was attributed to the dissolved hydrogen 
as such, or as hydride, by L. Cailletet, H. Lee, J. Cournot, A. J. Allmand, H. O’Neil, 
and N. B. Pilling. D. J. MacNaughtan suggested the proportion of hydrogen in 
solid soln. is insufficient to explain the high hardness attained ; he also thought that 
the assumption that the deposit is largely amorphous iron is not a likely explanation ; 
nor does he favour the assumption that the crystal lattice is distorted by the 
electrical forces acting during the deposition producing a hardening effect 
analogous to that of cold-work. The fine-grained character of the crystalline 
structure, due in part to the action of hydrogen in interfering with crystalline growth, 
may be a partial explanation of the phenomenon. E. J. Mills found that the electro- 



deposited iron, cobalt, and nickel are in a 
condition of tensile stress, whilst with cad¬ 
mium and zinc, the stress is compressive. 
G. G. Stoney, W. Kohlschiitter and E. Vuil- 
leiiinier, and R. H. D. Barklic and H. J. Davis 
made observations on the subject —vide 
supra, theories of hardness, and vide infra, 
electrostriction. The hardness produced by 
cold-work, etc., was discussed by D. J. Mac¬ 
Naughtan and A. W. Hothersall, C. A. Ed¬ 
wards and K. Kuwada, F. Sauerwald and 


Fxo. 190.—Brinell’s Hardness of Steel 
after being Strained at Different 
Temperatures. 


F. Rakosky, M. Guichard and co-workers, 
R. H. Greaves, R. Hay and R. Higgins, 
E. G. Herbert, P. Nicolau, E. A. Ollard, 
W. P. Sykes and A. C. Ellsworth, and 


G. Tammann. A. Sauveur and 1). C. Lee gave the results summarized in Fig. 190. 
For J. H. Andrew and A. J. K. Honeyman’s observations, vide supra, sp. gr.; 
and for those of V. Nusbaum and W. Jj. (dieney on the effect of different rates 
of cooling eutectoid-carbon steels, vide Table XVI, magmdism. 

The hardness of steel and cast iron is largely determined by the condition of the 
carbon. As shown by G. Neumann, the hardness of grey cast iron is more sensitive 
to the ground mass than to the form of the grajihite than is the case with the tensile 
and bending tests. The subject was studied by T. Klingenstein. The maximum 
hardness of cast iron occurs when all the carbon is in the combined state ; and also 
by the particular constituent which predominates in the metal. This is largely 
determined by the heat treatment to which the metal has been subjected. The 
exterior of a casting, for instance, is usually harder than the interior. This is due to 
the chilling of the metal which comes in contact with the mould. For the increase 
in hardness accompanying the change of austenite into martensite, and the decrease 
in hardness as tlie martensite passes into troostite or pearlite, vide supra, martensite ; 
and the hardening and tempering of steel. 

ihe different constituents of steel have their own specific hardness, and 

H. C. Boynton gave the following relative numbers for Brinelbs hardness : 


Electrolytic iron . . . . . .1 

JVrnto / Electrolytic iron queiiclied.2-15 

• (Wrought iron.1-5 to Sdi 

I’carlito . <! 0-13 to 1-52 per cent. C. . . 1-8 to 10-3 

I Steel with 0-35 to 0*8(5 per cent. C. . . . 3*8 to 4*2 

Sorbite . Steel with 0*48 to 0*58 per cent. C. ... 5*2 to 63*t) 

Troostite . Steel with 0*58 per cent. C. ... 88*2 

Martensite. Steel with 0*20 to 1*52 per cent. C. ! ! ! 38*9 to 261*6 

Austenite . White cast iron with 3*24 per cent. V, . . . 103*4 

CVmciitito . (Irey cast iron with 3*24 per cent. C. . . . 272*8 


Tlio avcniso values for the scloiometer hardness (ealcite, 158 ; quartz, 46,103 ; 
corundum, 84,809) were : 


i'erntc Poarlitc Soibitt 

460 2000 2400 to 24,000 


Troostite Aubtenite Martensite 

40,500 48,000 110,000 


Cciuciitile 

126,000 
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J. A. Brinell found the hardness of Swedish pale grey cast iron to be 179 ; white 
cast iron, 460 ; and mottled cast iron in the grey part, 202, and in the white part, 
375. He also found the hardness of Swedish steel with: 

Carbon . 0*1 0*2 0*3 0*4 0*5 0*6 0*7 per cent. 

Hardness . 97 107 146 166 186 215 232 

P. Oberhoffer’s results for the influence of carbon on the hardness of steel are sum¬ 
marized in Fig. 191. A. Wahlberg’s results are similar, and include those repre¬ 
sented by the dotted line. E. Schiiz found that the relation between Brinell’s 
hardness and the percentage of combined carbon follows almost a linear law. 
The results were very little affected by the size of the graphite plates. M. Levin 
and K. Dornhecker, P. Saldau, and I. Gr. Slater and T. H. Turner also obtainerl 
analogous results. F. Feltwels oliserved singular points in the hardness of iron at 
about 600°. 

K. Tamaru gave 40 for Brinells hardness of normalized armco iron : 155 for 
austenite ; 225 for normalized 0*9 per cent, carbon steel; 270 for strained sorbite 
in 0*9 per cent, carbon steel; 400 for strained troostite in 0*9 per cent, carbon steel; 
720 for martensite ; 820 for strained cementite, and 640 for natural cementite. 
According to C. Grard, the hardness of troostite is about 400, and that of sorbite, 
270—both are subjected to an internal strain. A. Portevin estimated the Brinell’s 
hardness of cementite to be 400; and K. Tamaru gave the results indicated 
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Fig. 191.—The Effect of 
Carbon on the Hard¬ 
ness of Steel. 


Fio. 192.—The Hard¬ 
ness of Cementite. 


Fig. 193.—The Effect 
of Martensite on 
the Hardness of 
Austenite. 


in Fig. 192, where the unannealed sample is under strain, and amounts to 820 on 
Brinell’s scale ; while annealed, or the so-called natural hardness, amounts to 64 on 
Rockweirs scale, or 640 on Brinell’s scale. N. T. Belaicw found that if denotes 
the distance in microns; /x, pearlite lamella)—12• 66, 15—the Brineirs hardness, 
H, can be represented by 80. Hence, for lamella^ with Jo“0-28^, li _280 

approximately. 

K. Tamaru found that the hardness of au.stenite in quenched carbon steels 
depends on the proportion of contained martensite, as indic ated in Fig. 193. A 
similar maximum at about 600"^ to 630° was observed in the austenite of man¬ 
ganese and nickel steels. The change in hardness which attends the transformation 
of austenite to martensite was discussed by L. Demozay, W. P. Sykes and Z. Jeffries, 
etc.— supra, F. Koerber observed a maximum at 6(K)° in the impact hardness. 
The observations of R. A. Hadfield and J. Hopkinson, J. 0. Arnold and A. A. Read, 
and E. E. McKee show that there is a separation of carbides in annealing these steels, 
but K. Tamaru attributed the maximum to the blue shortness of steel—ride infra^ 
tensile strength—which, according to K. Honda, is due to the cold-work undergone 
by the steel during the application of the load. The plastic deformation due 
to cold-work always lags behind the applied load, and this lag diinini.shes with rise 
of temp. Consequently, as the velocity of loading increases, the maximum harden¬ 
ing is displaced towards a higher temp. F. Wiist and E. Leuenberger, W. Koster, 
0. Reinhold, E. L. Dupuy, H. J. French, Z. Jeffries, T. Matsushita and K. Nagasawa, 
K. Honda, and T. Inokuty observed a maximum at 200° to 300° in the statical 
test, and F. Fettweis found that the maximum is displaced to a higher temp, as the 
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velocity of loading is increased. The decreasing hardness with increasing carbon 
of austenitic manganese steel is attributed to the presence of martensite which 
increases with decreasing proportions of carbon and manganese. The general results 
show that Erinell's hardness of austenite is 155 in carbon steels at room temp. 
A. Sauveur gave 175 to 180; and R. A. Hadfield and J. Hopkinson, 200. K. Tamaru 
found that Brinell’s hardness of martensite in a 1*69 per cent, carbon steel, quenched 
from 1120°-! 130°, is 720. The hardness of the inner portion of a piece of steel 
quenched in water, and also after immersion in liquid air. The hardness increases 
with carbon-content up to 0*8 per cent., and then gradually decreases; below 0*7 per 
cent, of carbon, the outer portion is harder since, owing to the low proportion of 
carbon, the martensite is well developed ; and above 0*8 per cent, of carbon, the 
outer portion is softer because, in virtue of the high carbon content, more austenite 
is formed than in the centre. The decrease in hardness with steel with over 0*8 per 
cent, of carbon is due to the increasing proportion of retained austenite. A. Wahl- 
berg observed that the hardness gave 652 for the maximum hardness of a quenched 
0*65 per cent, carbon steel. Observations were made by E. Maurer. A. Katto 
measured the effect of repeated quenching on the hardness of steel. W. R. Chapin, 
C. R. Hayward, T. Kase, S. Idei, and K. Honda and S. Idei studied the distribution 
of the hardness in quenched carbon steel, and M. A. Ammon, and G. Charpy and 
L. Grenet, the relation of hardness to the depth of carburization of case and hardened 
steels. C. Y. Clayton, F. J. Walls and A. Hartwell, C. A. Edwards and K. Kuwada, 
and 0. Bauer and W, Schneider found that Brinell’s hardness of electrolytic 
iron is not affected by quenching from 650° to 1258° in iced water, although 
H. C. Boynton said that there is a 100 per cent, increase in the scratching 
hardness. 

The effect of heat treatment determines to some extent the nature of the 
dominant constituents of the metal, and these, as just shown, are in a large measure 
responsible for variations in the hardness of the carbon-iron alloys. J. A. Brinell 
employed a steel with about 0*01 per cent, of sulphur and 0*026 per cent, of phos¬ 
phorus, as well as the proportions of carbon, silicon, and manganese shown in 
Table XVII, and obtained the values for Brinells hardness shown in the same 
Table XVII, for steel when subjected to different heat treatments. The effect of 
the hardening temp, on some steels is indicated in Table XVII. 


Table XVII.— The Effect of Heat Treatment on the Hardness of Steel. 


Percpiitage composition 

Brincll’s Invrdncss 





Direc t from 
rolling-mill 

Cooled in 

Cooled in 

Quenched 

Carbon 

Silicon 

Manganese 

charcoal from 
dull redness 

charcoal from 
a white-heat 

from red-heat 
in water at 20° 

010 

0007 

010 

109 

97 

94 

149 

0-20 

0018 

0*40 

126 

115 

109 

196 

0-25 

0-30 

0-41 

161 

143 

132 

311 

0*35 

0*2(i 

0-49 

172 

166 

138 

402 

0-45 

0*27 

0-45 

204 

194 

151 

656 

0-65 

0*27 

0-49 

228 

202 

159 

662 

0-6(> 

0-33 

018 

265 

235 

170 

578 

0-78 

0-37 

0-20 

273 

231 

176 

662 

0-92 

0-28 

0-25 

289 

268 

189 

627 

1-25 

0*60 

0-20 

302 

262 

212 

627 


Hardening temp. 

. 690° 

750° 

1000° 

/ 0*10 per cent. 

. 134 

163 

137 

Carbon | 9 

. 235 

460 

430 

J 0*66 „ 

. 223 

387 

387 

10*70 „ 

, 241 

744 

744 
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J, A. Jones found that when an annealed bar of armco iron containing 0*05 
per cent, of carbon, is reheated to 600° for an hour, theBrineirs hardness with 
a 10 mm. ball of 1000 kgrms., after various rates of cooling, 8 : slow cooling, 75 ; 
air-cooled, 87 ; quenched in water and tested after 10 min., 96 ; 1J hrs., 100; 7 days, 
107 ; 28 days, 120 ; and 63 days, 136; quenched in water and aged for 50 days, 130; 
and then reheated to 100° for an hour, 116; or to 200° for one hour, 100. 
M. Sauvageot and H. Delmas studied the hardness of steels quenched from a high 
temp.; and L. Grenet, the hardness of tempered steels. T. Turner gave for 
the percentage loss of quenching hardness for steel with nearly 0-9 per cent, of 
c^arbon when the steel was quenched at different temp., and the hardness measured 
in different ways : 


Percentage loss 

1(50° 

200” 

300° 

400° 

500" 

600° 

Brinell’s hardness 

. ■— 

13 

38 

68 

94 

100 

Martens’ ,, 

. 2-5 

140 

410 

70-6 

87-5 

95-7 

Jaggar’s ,, 

. 1-8 

5-4 

9 1 

23*6 

640 

94-5 

Shore’s „ 

. 3*7 

2-7 

IM 

330 

92*5 

100 


E. Heyn and 0. Bauer measured the effect of tempering on the scratching hard¬ 
ness of a 0*95 per cent, carbon steel, quenched from 900°. R. Hay and R. Higgins 
found that if Hq denotes the hardness of martensitic steel, and H the hardness on 
tempering at ^°, then where a is a constant. A. Martens obtained a 

hardness of 277 on a special scale for forged steel with 0*95 per cent, of carbon, this 
rose to 2775 when the steel was heated to 900° and quenched in water, and on 
tempering the hardness fell in the following way : 

100° 200° 275° 400° 500° 700° 

Hardness . . 2775 2285 1060 595 446 277 


The hardness of 0*89 per cent, carbon steel quenched from 850° in water, and then 
tempered for an hour at various temp, is indicated in Fig. 194 —vide supra, temper¬ 
ing. The hardness of a sample tempered at 112° is greater 
than that of the quenched steels, but as the tempering ^ 
temp, rises still farther, the hardness decreases. The '| 

abnormal change at 150° to 200° corresponds with a-marten- ^ _T_ 

site, that at 350° to 400°, with ^-martensit^ ; and that ‘S_ 

at 430° to 450°, with the re-crystallization of the steel, 1 J 

C. Qrard found an increase at 100°. Above 450°, the in- m /ow 

ternal stress is removed, and the gram-size increases, and 

the hardness decreases by tempering —vide supra, tempering. i<"ig. 194.—The Effect 

C. Barus, and L. C. Brant found that hard steel became of Tempering on the 
appreciably softer when kept under ordinary conditions Brmell r Hardness of 
for thirty years ; and C. Barus added that if glass-hard 

steel tools had been preserved from the beginning of the Christian era they would 
now be soft as to need re-tempering to be efficient. This statement has pro¬ 
bably given rise to the impression that hard and tempered steel will not retain its 
qualities, and that hard steel is in a metastable state which is afterwards more or 
less alleviated by tempering. The observations of H. C. H. Carpenter and 
J. M. Robertson on the hardened and tempered steels of ancient Egypt show that 
both hardened and tempered steels can retain their mechanical properties and hard¬ 
ness for many thousands of years. 

L. Guillet and J. Cournot showed that there i.s an increase in hardness as the 


temp, falls, and that there is a fairly large increase in passing from —80° to —190°. 
The fall in the resilience as the temp, drops is greater the higher the proportion of 
contained ferrite. Austenite, containing enough nickel, does not show fragility 
at low temp. ; but pearlitic steels, containing nickel, are fragile in liquid air, but the 
nickel retards the lowering of the fragility with a decrease in temp. P. Dejean 
discussed the effect of compression on the resilience or elastic properties of steel. 
The effect of ageing on the tensile properties of mild steel was discussed by 6. Masing 
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and L. Koch, G. Tarnmann and V. Oag]ioti,G. Masiiig, R. S. Dean and co-workers, 
E. Heyn, and W. Koster —vide infra, the tensile strength of iron. L. B. Pfeil 
found that work-hardened metals are liable to increase in hardness as a result of 
ageing. 

F. 0. Thompson examined the effect of grain-size on the hardness of Swedish 
iron and found that the Brinell’s liardness could be increased about 50 per cent, by 
grain refinement. H. Hanemann and R. Hinzmann found only slight differences in 
the hardness of steel with grain-sizes ranging from 90 to 20,0(K)p,2. A. Pomp’s 
data for soft iron with 0-08 per cent, of carbon gav<‘ an increase of 15 per ceiil. with 
grain refinement. He observed that. 

(trains |)or sq. mill. . t»S S27 1250 2210 2970 

Bvinell’s liardne.ss . S2 S7 SO 0r» 0r> 

W. A. Wood also found that Brinell's hardness, //, increases as tlie grain-size, 
Y/XlO cm. diameter decreases : 

(7yl0« . 280 8-2 20 20 2(» 10 1-5 M 

H .200 200 212 220 222 201 404 495 


A linear curve is obtained from the relation where k is constant; since 

is proportional to the surface area of the grain, S, then H=k'A~^, where k' is 
constant. H. S. Rawdon and E. Jimeno-Gil decided that with iron containing 
0*07 per cent, of carbon the grain-size has little influence on the hardness ; but in 

general, fine-grained samples had the greater 
Brinell’s hardness; whilst T. Ishigaki ob¬ 
served that with armco iron, the Brinell’s hard¬ 
ness decreased as the size of grain increased. 
S. Shimura and H. Esser showed that with 0*6 
to 1*75 per cent, carbon steels, the hardness 
decreased almost linearly with an increase in 
the time of annealing, or with an increase in 
the grain-size of the carbide. The final hard¬ 
ness of all the steels after a prolonged anneal¬ 
ing was approximately the same, viz. 121 to 
142 on Brinell’s scale. The results with a 
0*97 carbon steel are summarized in Fig. 195. 
L. B. Pfeil concluded that neither the grain- 



7//^e, d^/?edl/n^ at W 

Fig. 195.—The Effect of Annealing, 
and Grain-Size on the Brinell’s 
Hardness of Steel. 


size nor, in the case of single crystals, the crystallographic face of the indented 
plane had any perceptible influence on its Brineirs hardness ; although F. Osmond 
and G. Cartaud had previously reported that the octahedral face has a Brinell’s 
hardness greater than is the case with the cubic-face, and the hardness of the 
(Oll)-face is intermediate between the two. H. O’Neil found that the Brinell’s 
hardness of normalized armco iron is lowered considerably by annealing in 
vacuo ; Brinell’s hardness is also independent of the grain-size, and different 
faces of single crystals have the same hardness as aggregates, but the scratch¬ 
hardness in different directions on the crystal faces is different. The strain 
hardening of vacuum-hardened, decarburized iron, shown by the scratch-tests, 
indicated that the strain-hardening increased somewhat as the temp, is raised 
from —185° to +100° ; and similarly also for cold-rolled iron. The results 
from 100° to 130° are variable. There is a small increase in the scratch-hardness 
of ferrite at 120° ; but the effect with single crystals is small although there are 
indications of an inflection between 110° and 125°. The subject was discussed by 
S. V. Belynsky. 

The hardness of cold-drawn steel and iron is greater than that of the annealed 
material, and the term “ hard drawn ” has long been applied to unannealed wire. 
P. Goerens found the Brinell’s and the Shore’s hardness of wrought iron with 0*11 
per cent, of carbon to be : 
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Reduction area 

0 

10*8 25-4 

39-8 

43* G 

48*3 per eent. 

Brineirs 

. 118 

157 176 

181 

189 

201 

Shore’s 

24 

33 31 

30 

45 

40 

and of steel wdtli 0*98 

per cent 

. of carbon to be : 




Reduction area 

0 

91 14-2 

22-6 

28-3 

32-8 r)cr cent# 

Brinell’s 

. 285 

325 34<> 

352 

350 

361 

Shore’s 

59 

(id 56 

62 

53 

52 


T. Ishigaki measured the Rockwell hardness of steel liefore and after it had })epu 
subjected to eold-work by tensile straining, and found : 


Carbon 

. , 

01 

0 3 

0-3 

0-7 

0-9 

J • 1 per cent. 

Before < 

[•old-work . 

65-0 

78-0 

90-0 

9.5-0 

99-0 

97-0 

After (•< 

)ld-voik 

73-2 

93-1 

95-0 

101-5 

109 2 

106-7 


Hence, the hardening effect increases as the ]m)portion of carbon increases, and it 
attains a maximum with eiitectoidal steel. The subject was discussed by 
W. P. 8ykes and A. C. Ellsworth, and W. Broniewsky and J. Krol. M. Hanriot 
observed that metals are liardened by hydrostatic press., and T. Ishigaki obtained 
for armco iron, su})jected to a compression of 'p kgrms. per sq. cm., the Rockwell 
hardness : 


p . . .0 2800 5200 7320 12,400 ] 6,500 

Hardness . 40 0 48 0 53-2 56-6 590 59-4 


The change in the hardness produced by tempering is illustrated by Fig. 196. 
Assuming that the hardness produced by cold-working depends on internal stress, 
the latter cannot be increased beyond the yield-point, 
and consequently the hardness will attain asymptotic¬ 
ally a certain maximum value. Thus, the hardness of 
iron increases rapidly at first, but then gradually tends 
tow’ards an asymptotic value. The effect of tempering 
work-hardened armco iron, between 250*^ and 350*^, is 
to increase slightly the hardness as shown in Fig. 196, 
and then to decrease somewhat rapidly towards about 
470°. A slight hardening occurs in the range 470° to 
570°, and the hardness then falls suddenly near 600°. 

The second hardness is attributed to the development 
of crystal nuclei occurring immediately before the re- 
crystallization of cold-w^orkcd metals sets in. The 
sudden softening about 6(X)° is supposed to be due to 
the release of internal strains attending re-crystalliza¬ 
tion. The slight hardening of iron and steel between 
250° and 350° is explained thus : 



fOoW300’'4(Xf500W700'‘ 


Fig. 196. — Hardness of 
In a severely cold-worked metal some internal strain re- Tempered Iron and Steel, 
mains after an applied stress has l>een released, and thus the 

metal is considerably hardened, that is, its resistance to slip is greatly increased by the 
cold-working; but at the same time, it is in a somewhat unstable condition. Consequently, 
by tempering between 250° and 350°, which results in a violent thermal motion of the 
atoms, some portions of the internal strain are released at the point of its greatest 
instability, most of the strain remaining unaffected. Thus the metal becomes a little 
stable, or becomes more resistant to slip ; that is, the hardness is increased by temper¬ 
ing. The slight hardening in a range between 250° and 350° is probably explained in the 
same way as above, the only difference being that in the present case, the release of the 
greatest instability takes place during the stretching at these high temp. 


According to R. A. Hadfield, a specimen of steel with 0*045 per cent, carbon had 
a Brinelbs hardness of 90 when tested at ordinary temp., but when tested at —182°, 
its hardness was 266, that is, about equal to that of a 0*8 carbon steel at normal 
temp. F. Robin found that the hardness curves of carbon steels show a minimum 
at about 100°, and a maximum at about 250° ; and that these points coincide with 
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the minimum and maximum resistance to tensile stress. The maximum hardness 
is followed by a marked and regular fall only in the case of hard steels ; with soft 
steels, there is a downward peak, and the hardness falls rapidly only at about 400° 
to 450°. Similar effects are encountered in connection with the tensile strength. 
The presence of phosphorus lowers the variations in the curve, for with 1 per cent, 
of that element, the curve is almost constant at 215° up to 400°, after which it falls 
to about 130° at 600°. Abrupt variations in hardness, resistance to tensile stress 
and crushing, occur only in the case of a-iron. Austenitic steels, with a-iron, give 
regular and continuous curves like copper and nickel. Observations were made 
by J. Vietorisz, G. Delbart, F. C. Lea, O. W. McMullen, A. R. Page, H. E. Publow, 
and H. J. Tapsell and W. J. Clenshaw. The red Jiardness or hot hardtiess of alloy 
steels wa-^ studied by E. G. Herbert, and F. Saucrwald and co-workers. 

According to H. M. Howe, M. Rudeloff, and C. Bach, the resistance of cast iron 
to tensile stresses does not alter up to 300°, but from 300° to 400°, the resistance 
decreases; and A. Kiirth showed that the hardness diminishes slowly with a rise 
of temp., then rises a little between 200° and 300°, and ultimately falls rapidly above 
300°. The tenacity of hard cast iron falls suddenly above 400°, while that of 
annealed castings falls slowly. F. Robin made observations on cast irons. 
W. Melle, J, B. Kommers, R. Hugues, P. Goerens and H. Jungbluth, etc., dis¬ 
cussed the hardness of cast iron ; and H. A. Schwartz, that of malleable iron. 

K. Ito found BrineU’s hardness, H, of cast iron at different temp, to be : 

-40'^ -24'^ 0“ ir 35® 5C)® 75® 115° 130° 150° 

H . . 169*5 158*0 154*6 150*6 148*2 146*1 146*1 142*2 142*2 139*2 

and he represented the relation between hardness and temp., 0, by log H 2 —log H 
where a=0*00030 is the inclination of the straight line, the temp, coeff. 
of Brinell’s hardness. For rolled steel with 0*1 per cent, of carbon : 

-43° -21° 0° 20° 40° 55° 75° 115° 130° 148^ 

H . . 114*5 113*2 113*2 111*8 109*2 109*2 108*4 107*2 104*6 104*6 

where log/f 2 “log Hi~O*OOO2O(02—^ 1 ). For rolled steel with 0*7 per cent, of 
carbon : 

-40° -21° 0° 10° 40° 55° 75° 115° 129° 145° 

H . . 239*0 237*2 229*9 225*8 223*7 223*7 221*8 217*8 216*2 212*6 

where log 7 / 2 —log 0*00025(^2~^j)* For rolled steel with 1*5 per cent, of 
carbon ; 

-42° -2C^ 1° 10° 35° 55° 75° 05° 115° 147° 

H . . 302*0 293*5 286*8 283*0 274*4 274*4 267*4 261*8 259*8 256*5 

where log H 2 --\og 0*00040(^2"~^i)* The hardness thus increases considerably 

with a fall of temp. The hardness and temp. coefF. of rolled steel are greater than 
with cast specimens. The relation between the coeff. of hardness, a, and the m.p. 

on the absolute scale, of a number of metals can be represented by 
T(a-|-0*000145)=2*5. This is similar to A. Mallock’s relation between the temp, 
coeff. of Young’s modulus, and C. Schaefer’s relation for the temp, coeff. of the 
torsion modulus. G. Mahoux studied the effect of electromagnetic waves on the 
hardness of steel. 

F. Robin compared the abrasive hardness* or abrasive wear of steels by rubbing 
the metal against abrasive paper, at a given speed, under a definite pressure, for 
a given time, and finding the loss in weight. He observed that carbon steels do 
not wear inversely proportionally to their percentage of carbon. They show 
a minimum of resistance to wear on emery-paper at about 0*4 per cent, of carbon. 
Purified and fine-grained metals offer most resistance. Phosphorus greatly increases 
the resistance to wear. Small quantities of manganese and silicon diminish the 
resistance to wear in the case of carbon steels, which is the opposite to what is found 
in regard to lubricated wear on a polished surface. Cast iron is more resistant 
to wear if it contains phosphorus or is composed largely of cementite. Its 
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wear on abrasive paper reveals the peculiarity of being very high to commence 
with and subsequently falling to a very low value. Basic pig-iron and chilled cast¬ 
ings offer the highest amount of resistance, although this does not apply to their 
penetrative hardness. Quenched and annealed steels (martensite, osmondite, and 
sorbite) possess a very high degree of resistance to wear in the vicinity of the 
eutectoid. This resistance does not increase with higher percentages of carbon. 
Austentite is specially resistant to wear. With a relatively low penetration 
hardness, the wear is comparatively inconsiderable. The austenitic alloy steels 
especially reveal this property. Steels containing nickel and manganese in high 
percentages are exceedingly resistant. Manganese steel offers a high degree of 
resistance which varies with the speed and with the pressure of the test. Pearlitic 
chromium steels similarly wear but little, particularly in the case of annealed 
steels. Annealed steels containing a double carbide wear with the greatest ease, 
and pearlitic steels containing tungsten and molybdenum show the same property. 
Vanadium considerably improves the resistance of steels to wear with emery-paper. 

The sul^jert was discussed by C. B. Dudley, J. E. Howard, S. J. Rosenberg, and 
A. Stadeler. Tlie abrasive hardness w^as discussed by A. L. Boegehold, A. M. Cox, 

L. Guillet, G. A. Hankins, K. Honda and R. Yamada, L. Jannin, H. M. Kerscht, T. Klingen- 
stein, G. L. Norris, W. H. Phillips, F. Robin, S. J. Rosenberg, S. Saito, E. H. Saniter, and 

M. Suzuki; and the endurance of rail steels, etc., in service, and the wearing qualities of 
iron and steel, by J. M. Blake, J. A. Brinell, A. Capron, N. N. Davidenkoff, G. Digges, 
A. Dormus, J. R. Freeman and co-workers, C. Fremont, H. J. French, H. J. French and 
H. K. Herscliman, H. Friedrich, M. Fiichsel, A. Hasch, F. Heimes and E. Piwowarsky, 
F. P. Hitchcock, L. Jannin, L. Jordan, J. F. Kayser, R. Kiihnel, O. H. Lelimann, 
L. Lubimoff, P. Lucchini and M. Ros, M. Marqueyrol and M. Merklen, P. Mast, H. Meyer 
and F. Nehl, F. K. Neath, W. H. Parker, E. Piwowarsky, G. Ranque, C. O. Reid, 

S. J. Rosenberg and co-workers, J. Seigle, R. Spazier, M. Spindel, A. Stadeler, H. W. Swift, 
L. Thibaudier and H. Viteaux, A. A. Timmins, and A. K. Zaitzeff. M. Fink discussed the 
wear of steel rails as a result of oxidation associated with sliding friction. J. O. Arnold, 

E. xgr. Coker and K. (\ Chakko, R. E. Crompton, C. Fremont, H. J. French and T. G. Digges, 
H. Friedrich, E. G. Herbert, K. Honda and K. Takahasi, J. E. Hurst, A. J. Langhammer, 
W. J. Merten, M. Okochi and M. Okoshi, W. H. Phillips, R. Poliakoff, H. Pommerenke 
and R. Dewert, W, Ripper and G. W. Bailey, W. Rosenhain and A. (". Sturney, 
H. D. Smith and I. Hey, T. E. Stanton, T. E. Stanton and R. G. C. Batson, T. G. Digges, 
and P. V. Vernon discussed the cutting properties of tool steels, and tlio cube law of cutting 
speed as used to develop the heat theory of durability; and A. Kessner, the drilling test. 

I. Traube ^ represented the internal pressure of solid iron by 239,000 megabars. 

F. C. Thompson gave 323,900 for annealed, normalized, and quenched and tempered 
iron. R. von Dallwitz-Wegner calculated 336,837 atm. for the internal press, of 
wrought iron. S. Sekito calculated 192 kgrms. per sq. mm. for the value of the 
internal stress, and this is the same order of magnitude as the tensile strength. 

T. W. Richards gave 587 kilomegabars. Observations on the subject were made by 
J. H. Hildebrand and co-workers— vide stipra, for internal strains and stresses. 
R. F. Mehl gave 587 kilomegabars for the internal press, and for the maximum 
disruptive internal press. 1884 kgrms. per sq. mm. R. von Dallwitz-Wegner gave 
336,837 atm. for the internal cohesion at 0°, and 309,881 atm. at 100°. 

G. Quincke gave 949-7 to 997 dynes per cm. for the surface tension of molten 
iron, and 25-8 to 27-1 sq. mm. for the specific cohesion. F. C. Thompson gave 
1350 dynes per cm. for the surface tension between tempered iron and cementite. 
W. Krause and F. Sauerwald measured the surface tension and sp. cohesion of grey 
cast iron : 


C : Mn : Si : P 


1225° 

1250° 

1300° 

1350° 


3-32 : 0'66 : 2-76 ; 0-49 

a . 

a2. 

826 

1201 

846 

12-37 

880 

13-09 

926 

13-84 

daldd=^0-m 



1150° 

1200° 

1250° 

1310° 


3-52 : 2 1 : 0-36: 1-6 • 


1054 

14*6 

1071 

15-17 

1088 

15-68 

1108 

16-39 

do/d^=0-34 



1245° 

1300° 

1350° 

— 


1'4: 0 29: 1-27: 7-44 ^ 

f a . 

957 

13-79 

1013 

14-92 

1065 

16-02 

— 

da/dd=l-04 
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G. Drath and P. Saiierwald obiainod for cast iron at 1267°, 1277°, 1310°, and 
1318°, respectively, the surface tensions a~936, 938, 917, and 914 dynes per cm., 

and the sp. gr. 6*81, 6*80, 6*75, and 6*74. The 
surface-tension forces between the crystal grains of 
a metal were discussed by G. T. Beilby, F. L. Brady, 
M. Brillouin, P. Curie, C. H. Desch, G. Quincke, 
G. Tammann, and F. C. Thompson; and F. C. 
Thompson attempted to correlate these forces with 
other properties of the metals, particularly the 
elastic limit. M. Born and 0. F. Bollnow estimated 
the cohesive force of the atoms on the lattice to be 
6*25x1011 dynes ])er sq. cm. W. B. Hardy dis¬ 
cussed file range of cohesion at the surface of iron 
and steel. F. Sauerwald and E. Janichen found 
that the force of adhesion of compressed iron powder 
increased with temj)., but at high temp, a decrease 
occurs owing to crystallization. The tensile strength 
depends on the degree of compression and the grain- 
size of the powder. The diffusion of the different 
elements in iron is discussed in connection with 
alloys of the respective elements and iron, and in 
connection with cementation; M. Ballay studied 
the Ludwig-Soret phenomenon in liquid and solid alloys. 

K. Honda and 8. Konno found the coeff. of normal viscosity, at 20°, of steel with 



Fig. 197. —The Viscosity of 
Cast Irons with Different 
Proportions of Carbon. 


Carbon . . . • . 0 18 0*38 0-67 M7 1-75 per cent. 

V i/v-8 / Not annealed . 4*94 5-12 5*93 5*06 7 20 

ijxiu- I Annealed at 850° . 2 C8 3-51 4-30 4-27 — 

and K. lokibe and S. Sakai gave for iron, and iron-carbon alloys : 

Carbon ... — 0-55 0*90 1*30 per rent. 

lyXlO-s . . . 12*89 12*90 7*70 9*82 

Observations were also made by 0. Boudouard, P. Chevenard, N. N. Feigin, 0. Holz, 
J. E. Hurst, C. Johns, J. J. Porter, M. Riddell, D. Saito and K. Hayashi, and 
A. Wimmer ; while H, Thielmann and A. Wimmer measured the influence of temp, 
on the viscosity of cast iron, Fig. 197. B. Gutenberg and H. Schlechtweg gave 
1*4 X10® e.g.s. units for the inner friction of iron. Taking the fluidity of aluminium 
at about 800° as unity, D. Saito and K. Hayashi said that the fluidity of crucible 
steel at about 1600° is 46. G. Subrahmaniam gave 14x10® for iron, and K. Tokibej 
and S. Sakai, 13x10® —vide infra^ plastic flow. A. L. Kimball and D. E. Lovell 
gave 4*16x101*^ e.g.s. units for the internal friction of annealed Swedish iron, 
and 2*33 X101''^ e.g.s. units for cold-rolled mild steel. 

The internal or molecular friction of a solid is measured in terms of the diminution 
in amplitude, or rather the logarithmic decrement of the amplitude, calculated for 
conditions where the friction of air is eliminated, when a metal wire, suitably 
loaded and supported is set in torsional oscillation, when the amplitudes of the 
vibration decrease more or less gradually until finally rest ensues. With small 
deformations, H. Tomlinson observed that the logarithmic decrement is independent 
of the amplitude, and independent of the vibration of the period when the wire has 
been allowed to rest for a considerable time after any change has been made in the 
arrangements, and when a large number of oscillations have been executed previous 
to the testing. H. Tomlinson said that the intenial friction cannot resemble fluid 
friction because, for such velocities as are here employed, the internal friction of 
fluids is proportional to the velocity, nor can it resemble the extent friction of 
solids because the latter is not nearly so independent of the velocity as is the internal 
friction, nor would the logarithmic decrement be independent of the amplitude. 
The term viscosity applied by W. Thomson (Lord Kelvin) to what is here called 
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internal friction is rather metaphorical. It is true that a substance which is 
infinitely viscous is a solid, for the component parts are held so tenaciously as to 
prevent permanent deformation ; but, as emphasized by C. Barus, the impression 
conveyed in speaking of a very “ viscous body ’ and of a “ solid body ” are very 
different. The conception of the viscosity of liquids, as well as the hypothetical 
proportionality between fricfional resistance and velocity, was introduced by Isaac 
Newton in his Phtlosophice naluralva principia mathemaiica (London, 2. 9, 1687). 
He said : resistentia quee oritur ex defectu hbriciiatls. The theory of the “ viscosity ” 
of solids was discussed by F. Auerbach, W. Hallock, A. L. Kimball and D. E. Lovell, 

E. M. Horsburgh, R. H. Canfield, F. Braun, E. Cohn. J. A. Ewing, J. Hopkinson, 

F. Kohlrausch, F. Neesen, M. Brillouin, W. Thomson (Lord Kelvin), E. Warburg, 
W. Weber, R. Clausius, 0. E. Meyer, J. C. Maxwell, L. Boltzmann, T. Nissen, 
E. Butcher, and J. Pernet. 

C. Barus found that the viscosity of solid steel decieases as the hardness of the 
metal increases ; or the internal or molecular friction of steel is greater in pro¬ 
portion as the metal is softer, and he said, in illustration, that as regards hardness 
and viscosity, hard steel may be compared with sealing-wax, and soft steel with 
tallow. Barus said that the relationship between viscosity and hardness is as 
follows : 

Suppose a stresb to bo so distributed in a solid that its application at any interface is 
nowhere sufficient to produce rupture. Then that property of a solid in virtue of which it 
resists very small forces (zero-forces) acting through very great intervals of time (oo-tirnes) 
may be termed the viscosity of the solid. That property in virtue of which it resists 
the action of very large forces (»-forces relatively) acting through zero-time may be termed 
the hardness of the solid. Since the application of forces in such a way as accurately to 
meet either of these cases is rare, we tiave in most practical instances mixtures of viscous 
resistance and hardness to encounter. Wo may reasonably conceive that in the case of 
viscous motion the molecules slide into each other or even partially through eacli other by 
interchange of atoms, so that tlie molecular configuration is being continually reconstructed ; 
that in the other case (hardness) the molociiles are urged over and across each otlier and 
that therefore the intensity of cohesion is m this case more or less thoroughly impaired. In 
most cases of scratcliing, the action is indeed accompanied by physical discontinuity of the 
parts tangentially strained. The inlerpenetratiou of the molecules of a viscous substance 
is necessarily favoured by te]nj)eraturo. 

C. E. Guye and E. Mintz found that the internal friction of steel increases 
up to about 100°, then falls, and passes through a minimum value at about 
200°, it then increases very rapidly. The changes are reversible because they 
can be observed on a rising or on a falling temp. The influence of temp, on the 
viscosity is diminished by previous annealing, and it increases when the load on the 
vibrating wires is increased. H. Tomlinson observed two critical points in. the 
internal friction one about 550°, and one about 100°. M. Ishimoto found in the 
internal friction curves a minimum near 65° on both the heating and cooling curves; 
there was a moximum at 183° on the heating curve, and one at 173° on the cooling 
curve. There is a bend in the curve at 260°, and anomalous changes cease up to 
500°. H. Tomlinson found the logarithmic (base 10) decrement of a torsionally 
oscillating hard-drawn wire to be 0-001214, and of an annealed wire, 0‘000914. 
Observations were made by G. Subrahmaniam, A. G. Hill, P. Oberhoffer and 
A. Wimmer ; and K. lokibe and S. Sakai— vide infra —noted the change in the 
logarithmic decrement produced by heat-treatment. 

The viscosity of steel varies with the character and amount of twist it has 
received. Fig. 198, by C. Barus, represents the angular distortion in radius as a 
function of the time in hours when wires of all degrees of hardness are exposed to 
temp,, 6, of 100°, 190°, and 300°, respectively. The annealing temp, is indicated in 
brackets. Curves arc included for the angular distortion for 100° when .the rate 
of twist, t“3° ; and likewise for a rate of twist t=6° when the values for the 
angular distortion have been divided by 2. For ^^^190°, values are given for both 
t=3° and t=6°. Each curve consists of two parts, an anterior ascending branch 
showing the motion at the high temp. 9, and a descending branch showing the elastic 
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efiect of cooling from 6 to the temp, of the room. The results show that the viscous 
deformation is much more influenced by temp, when the steel is hard than when it 
is soft; that is, the viscosity decreases with temp. —cceieris paribus —at greater 

rates in hard steel than with soft steel. 
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Fici. 198.—Viscous Defomiation In- 
cieasiiig with Time for Different 
States of Temper and Temperature. 


At the same temp. 6, the differences in 
viscosity are very large when the temper 
lies between glass-hard and annealed at 
350°; intermediate differences within this 
interval are larger in proportion as the 
hardness is greater. When the temper lies 
between annealed at 350° and soft, differ¬ 
ences of viscosity at the same temp, arc 
relatively small. Consequently, the varia¬ 
tions in viscosity due to temper are very 
pronounced during the first stage of anneal¬ 
ing, and nearly vanish during the second 
stage. The effect of tempering on the vis¬ 
cosity is thus analogous to its effect on the 
electrical resistance, and the thermoelectric 
force. 

For the same degree of hardness, the 
viscosity increases at an accelerated rate with 
temp. In Fig. 198, for ^—100°, the large 
viscous interval between the results of the 
metal annealed at 100° and at 360° is in 
striking contrast with the smaller viscous 


interval for metal annealed at 360° and at 1000° ; for ^=190°, the interval between 


the results with metal annealed at 190° and at 360° is greatly increased, but the 
increase is not so great for the interval between the metal annealed at 360° and at 
1000° ; and for 0—360°, the interval in the second phase of annealing—360° to 
1000 °—is largely increased. Hence, steel wire annealed from hardness at 0° has a 
marked tendency to suffer viscous deformation at 0° *, and this tendency decreases 
with great rapidity in proportion as the temp, of exposure falls below 0°. 

C. Barus added that since at a depth of 10 miles below the surface of the earth 
the temp, is at least as high as 450°, it follows that if the earth were made of steel, 
in the state of maximum viscosity, the rigidity 10 miles below the surface would 
be nil, so far at least as the action of a continuous shearing press, is concerned. 

The viscous deformation of steel increases much more rapidly than the rate 
of twist, and it is as much as 3 in the case of steel anne'aled at 190°, and more than 
10 in the case of steel annealed at 1000°. It is therefore probable that the viscous 
relations of soft steel to hard steel vary enormously, and even change sign as the 
stress producing viscous motion passes from high to low values. For rates of twist 
less than 3°, steel is less viscous, and the viscosity is more susceptible to the influence 
of temp, in proportion as it is harder; and for rates of twist exceeding 6°, steel is 
less viscous and more susceptible to the influence of temp, in proportion as it is 
softer. 


The effect of strains of whatever kind applied in sufficient intensity to homo¬ 
geneous soft steel results in a marked decrease in the viscosity of the originally soft 
metal. The diminution increases with the intensity of the strain. The viscous 
effect of a tensile strain appKed in any degree to the same originally soft metal is, 
after straining, almost nil in comparison. F. Kohlrausch, F. Streintz, and H. Tom¬ 
linson have studied these phenomena. C. Barus measured the time-variation 
of viscous deformation in the case of soft steel transformed by temper, drawing 
strain, traction, and torsion, with intense and moderate values of stress. In all 


cases, a given loss of viscosity is attended by a simultaneous increase in hardness. 
Repeated torsional oscillation was shown by G. Wiedemann, and Lord Kelvin 
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to reduce the internal friction, and they found that a large influence is exerted by 
a long rest, either with or without oscillation, and that a considerable diminution, 
both temporary and permanent, can be produced by raising the temp, of the wire 
to 100°. Thus, according to H. Tomlinson, a well-annealed iron wire, when tested 
10 min. after suspension, had a logarithmic decrement, due to internal friction, of 
0’003011, after an hour, 0-001195, and after a day, 0-001078. After the last period, 
the friction became sensibly constant, and remained the same after 4 days, so 
that the wire had accommodated itself to the conditions. F. Streintz, G. Wiede¬ 
mann, and F. Kohlrausch called the period during which the diminution occurs, 
the period of aceomniodation. H. Tomlinson added that the reduction of the internal 
friction by oscillation and rest had not reached a minimum, because, on repeatedly 
heating the wire to 100°, and allowing it to cool, the logarithmic decrement rapidly 
diminished, until, after 6 days, on each of which the wire was heated to 100° and 
allowed to cool slowly, it became 0-000412 when further repetition of the process no 
longer affected the friction sensibly. I’he greater part of the diminution occurred 
after the first heating and cooling, but several rejietitions were needed to produce 
the minimum. A temjiorary rise of temp, not exceeding 100° had a marked effect 
on the internal friction : for instance, the logarithmic decrement at 0° was 0*000412 
and about one-fourth this value or 0*000112 at 98°. At this temp., the internal friction 
was a minimum, because with a further rise of temp., the logarithmic decrement 
increased. The internal friction in iron at 98° is thus very small, and this is shown 
by the fact that only about 3000 vibrations arc required before the amplitude is 
reduced to one-half of its initial value by internal friction. Consequently, if a wire 
and its appendages be made to vibrate in vacuo, and the temp, be kept constantly at 
98°, with a vibration period of 10 secs., more than 8 hrs. would elapse before an initial 
amplitude of 100 would be reduced to 50. The internal friction under these con¬ 
ditions is only one-thirtieth of its original amount. When the wire is fully accom¬ 
modated, a small change in the conditions will produce a disturbance ; thus, a 
mechanical shock, a change of load, a slight rise of temp., or a rotation of the 
molecules by magnetic stress, will require fresh oscillations to be made before the 
friction reaches its minimum. The time taken by a wire to re-accommodate itself 
when the accommodation has been disturbed by a change of temp, depends consider¬ 
ably on the direction of the change. Thus, if a wire be re-heated from room temp, 
to 100°, re-accommodation is effected in a much shorter time than when the accom¬ 
modation has been disturbed by lowering the temp, from 100° to room temp. 

0. E, Meyer referred viscosity to partial molecular rotation, and this view was 
adopted by F. Kohlrausch. These rotations are similar to those postulated by 
K. Clausius in developing a theory of shear. L. Boltzmann assumed that the elastic 
forces are dependent on the present and preceding deformations of the body. The 
effect of the earlier states of stress on the existing stress diminishes with inter¬ 
vening time, but is independent of intervening states of stress. Different viscous 
deformations are superposable. T. Nissen modified L. Boltzmann’s theory to suit 
the atomic theory, and he distinguished forces producing and retarding motion, 
and the purely elastic forces which obtain when viscous motion has subsided. 
F. Braun concluded that elastic and viscous deformations are the result of the action 
of forces of different origin, and he refers viscous motion to the partial rotations 
postulated by W. Weber, and F. Kohlrausch. E. Warburg referred viscosity to 
the partial rotations of molecules of a form othiu* than spherical. T. Nissen based 
a theory on the conditions under which a*ther enters the intermolecular spaces 
when a body is deformed by stress. 

C. Barus employed J. C. Maxwell's theory in which the effect of twisting is to be 
referred to the motion of molecules which accompanies it. The molecules, together 
with their component atoms, are thus placed in new relative positions ; therefore 
unstable configurations during the course of such motion are continually broken up 
into configurations of smaller potential energy and greater stability. Hence, 
finally, the observed decrease of viscosity. By reversing the sign of the twist the 
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original configurations can be only partially restored, even for small permanent 
set, such as is here in question ; and the effect of prolonged and repeated twisting 
is stiffness and constant viscosity, because all the molecules have collapsed into 
configurations of minimum stability, and the intrinsic molecular energy is the 
potential minimum compatible with the given conditions. Again, the molecular 
condition of iron at its recalescence temp, may be regarded as almost chaotic ; the 
number of configurations made unstable because they are built up of disintegrating 
molecules is therefore a maximum, so that the viscosity will here be a maximum. 
C. Barns regarded glass-hard steel as a stage of temper which is undergoing 
incipient annealing at ordinary temp. Annealing is attended by chemical de¬ 
composition of the carbides, so that the molecular configuration of glass-hard 
steel is iu a state of incipient change, and it contains more unstable configura¬ 
tions than steel in other states of temper. Hence, on J. C. Maxwell’s theory, glass- 
hard steel, despite its extreme hardness, is the least viscous of the whole group of 
tempered and soft steels. According to C. Barns, viscosity and hardness can‘be 
clearly distinguished as follows : 

Jinagine a round liaidei body sliding tangontiull^ along tlie plane ol a soHer body with¬ 
out rotation. Let tliere be siiffic ient pressure on the round body normal to the plane of the 
softer body to insure cohesion at the point of contact. Then the softer body is subjected to 
a simple shear along the line ot scratching. It the motion is sufficiently slow, the soft body 
may yield viscously and there will be no siratclung. If the motion is sufficiently fast, the 
soft body will generally be scratched. Hence hardness and viscosity are each resistances 
against simple shearing, according as the tangential motion of the hard body is sufficiently 
rapid or sufficiently slow, respectively. The conditions for the occurrence of quiescent 
friction may therefore be stated thus : if there is sufficient time given for the molecules of 
two bodies to react on eacli other at the point of contact, the friction is quiescent. If the 
time be insufficient, friction is kinetic. 

H. Tomlinson considers that both the temporary and permanent alterations of 
the internal friction of iron produced by raising the temp, not above 100°, are partly 
due to mere agitation of the molecules, but the permanent effects are ])robably 
not wholly an effect of molecular agitation b(*cause maintaining the temp, at 100° 
for some time does not bring down the friction anything like so much as repeated 
heating and cooling. The slow shifting backwards and forwards of the molecules 
induced by repeated heating and cooling, is, in a great measure, responsible for the 
permanent decrease of the internal friction. Similarly, the shifting backwards and 
forwards of the molecules caused by torsional oscillation produces a permanent 
diminution —vide infra for the effect of magnetization on viscosity. A. Guiilet, 
and H. le Chatelier discussed the effect of the physical properties of iron on the damp¬ 
ing down of the oscillations of a bar. 

The plastic flow or plasticity of metals was discussed by E. N. da (b Andrade,® 
R. Becker, R. H. Canfield, H. and F. le (’hatelier, J. Dejmek, J. H. S. Dickenson, 
R. Eisenschitz and co-workers, W. Fahrenhorst and E. Schmid, J. E. Fletcher, 
H. J. French, H. J. French and W. A. Tucker, N. P. Goss, J. N. Greenwood, 
B. P. Haigh, H. Hencky, E. Heyn, H. Hoff and G. Sobbe, E. M. Horsburgh, 
H. M. Howe and A. G. Levy, Z. Jeffries, Z. Jeffries and R. S. Archer, E. Kieft, 
F. Kdrber and co-workers, W. Kunt/e, C. E. Larard, W. Lode, P. Longmuir, 
H. V. Loss, P. Ludwik, 0. Manfred, H. Meyer and F. Nehl, H. F. Moore, 
A. Nadai, A. Nadai and co-workers, E. B. Norris, J. T. Norton and B. E. Warren, 
J. Orland, J. Puppe, R. L. Peek and D. A. McLean, L. B. Pfeil, W. Prager, 
H. Preussler, C. Ranque and P. Henry, M. Ros and A. Eichinger, W. Rosenhain 
and J. McMinn, G. Sachs, F. Sauerwald, F, Sauerwald and co-workers, F. Schleicher, 

E. Schmid and co-workers, A. Schob, J. Seigle, H. Shoji, E. Siebel and co-workers, 

F. T. Sisco, W. Tafel, G. I. Taylor and H. Quinney, F. C. Thompson and 
W. E. W. Millington, P. A. Welikhoff and N. P. Stchapoff, W. M. Wilson, and 
J. K. Wood. According to H. Shoji, if P denotes the plasticity of a metal, 
and dvjdw the final velocity per unit length caused by a load Wq exceeding the 
elastic limit, then P~{).lw^{dvjdw). The laws of flow were discussed by H. Meyer 
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and F. Nehl, and E. N. da C. Andrade; and by W. Rosenhain, the behaviour of crystals 
under plastic deformation— vide supra, slip-bands. The effect of plastic deforma¬ 
tion on the crystal structure was discussed in connection with the X-radiograms, 
and with slip-bands. A. Robertson and G. Cook studied the transition from the 
elastic to the plastic state. If the applied stress exceeds the elastic limit, the metal 
begins to flow perceptibly; and the rate of this flow expressed as a percentage 
elongation represents the ductility of the metal. The definitions were discussed by 
A. E. H. Love, and W. d. Unwin ; H. Shoji said : “ Suppose a metal be loaded by 
a constant weight so slightly beyond its elastic limit that the cross-section of the 
metal is not altered by the tension. Let F be the velocity of the elongation per unit 
length, Ko t^*^ intensity of the stress corresponding to the elastic limit, when F==0, 
and w? the intensity of the applied stress diminished by Wq ; then the plasticity P 
can be defined by the equation P -{l|^v^))(dV|dw)P The theory of the subject was 
discussed by K. Bennewitz, A. E. H. Love, L. Boltzmann, A. A. Michelson, 
H. V. Wartenberg, G. Masing, H. Lorentz, R. Becker, V. Volterra, and H. Shoji. 
P. Kreuzpoinier found that steel with granular structure flows less readily than 
steel with a “ mushy ” structure although both may have the same tensile stiength 
and percentage elongation. He devised an arrangement which rang a bell when 
a test-piece was pulled by the hands showing that a force so slight suffices to cause 
an elongation of the test-piece. A. le Chatelier found that a metal may be broken 
by a tensile stress above a certain temp., with loads that produce permanent elonga¬ 
tion, With a constant temp., the deformation under a given load has a decreasing 
value tending towards equilibrium ; the deformation increases more rapidly than 
the loads, whilst the stress increases and the strain decreases with the speed of load¬ 
ing ; deformation under shock is inversely proportional to the shock; under an 
increase in temp,, the deformation increases, and the resistance decreases. Cast 
iron at 15° can support the following loads in tons per sq, in. for the time stated in 
the number of minutes without breaking : 

Time . O o 1 0 5 0 15 60 mins. 

Load . 25-21 24-63 23-87 23-49 22-86 tons per sq. in. 

According to J. Cournot and K. Sasagawa, the time-elongation curves of metals 
at 600° show that the following increases in load were needed to pass from 
the viscosity limit to a rate of flow eq. to J 6 X 10~ ^ mm. per hour with wires 100 mm. 
long : mild steel, 4*2 to 5*2 kgrms. per*sq. mm,; semi-mild steel, 4*3 to 5*6 kgrms. 
per sq. mm. ; high-speed steel, 14*0 to 19-0 kgrms. per sq. cm. ; nickel-chromium 
alloy, 32*0 to 36*0 kgrms. per sq. mm. ; and silicon-cbromiunl steel, 30*0 
to 35*5 kgrms. per sq. mm. J. J. Ranter and L. W. Spring found that steels which 
have undergone small amounts of flow do not seem to have deteriorated, the tensile 
properties, including elongation and reduction of area, remaining approximately 
what they were before the flow tests. Since little or no deterioration occurs or should 
be expected (unless through oxidation), and since with ductile metals at temp, 
above 315°, 10 j)er cent, or more of flow or elongation are necessary before the 
material starts out on its final stretching preceding rupture. Any sbght flow or 
deformation brought about by stresses below the proportional limit are not 
seriously objectionable unless the disR)rtion interferes with service. Carbon 
increases the rcxsistancc to flow. At low teni}). where grain-size is a prime factor 
governing the strength, carbon increases the strength by refining the grain ; 
at low temp., deformation is accompanied by great strain hardening, and con¬ 
tinuous flow sufficient to rupture is observed only at loads approaching the tensile 
strength. At temp, above 425°, the grain-size is still small, but the grains themselves 
are not so brittle as at strain-hardening temp.; they are plastic enough to change their 
form under stress without splitting, and without forming slip-bands. In this plastic 
state, strength by mere virtue of number or multiplicity of grain does not obtain. 
The subject w^as studied by L. Clark and A. E. White, and J. L. Cox. 

L. Klein discussed the friction between wood and iron ; P. E. Shaw and 
VOL. XIII. D 
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E. W. L. Leavey, and B. S. Hedrick, the friction of iron in vacuo against iron, 
nickel, aluminium, silver, and copper; J. S. Rankin, the friction of iron against 
glass, and brass ; 6. A. Tomlinson, the friction of copper, aluminium, iron, nickel, 
and glass ; and 0. H. Lehmann, the friction of ordinary cast iron against steel and 
against hard and soft cast iron. J. S. Stevens discussed the molecular contact 
during friction of one surface on another. F. Sauerwald and E. Janichen studied 
the cohesion of the compressed powder. 

A. Masson 7 observed the velocity of sound in iron to be 5015-9 to 4940*2 metres 
per sec.; A. Kundt, 5092*9 metres per sec.; and G. Wertheim gave 5123*8 metres 
per sec. between 15° and 20°, for iron wire, 4912*9 metres per sec. between 10° 
and 20° ; for soft steel, 4982-0 metres per sec. between 15° and 20° ; and for the 
same steel tempered blue, 4880*4 metres per sec. at 10°. G. Chrystal, and F. Robin 
noticed discontinuities at 120° and 250° ; and G. Wertheim at 100°. G. Wertheim 
inferred that the velocity of sound in iron and steel is increased by a rise of 
temp, not exceeding 100° because of the increase in the longitudindal elasticity. 
He found that the percentage increase in longitudinal elasticity between 15° and 100° 
is 4-90 for annealed iron, 6-91 for annealed iron wire, 2*79 for annealed cast steel, 
23-20 for annealed steel wire, and 5*18 for steel tempered blue. H. Tomlinson, 
however, found that both the torsional and longitudinal elasticities of iron and steel 
are decreased by about 2*5 per cent, when the temp, is raised from 0° to 1(K)°. True, 
the longitudinal elasticity may be greater at 100° than it is at 0° provided a start 
be made from 0° and the wire has not been previously heated to 100°, but the 
apparent temporary increase is really a permanent one, and if the wire he repeatedly 
heated to 100° and then cooled, the elasticity is less at the higher temp, if sufficient 
rest after cooling has been allowed. The pitch of the musical note produced by 
a steel wire or steel tuning-fork is lower as the temp, is raised, and this more than 
corresponds with the mere change in dimensions. G. Tainmann and co-workers 
studied the formation of Chladni s figures. 

F. Robin examined the acoustic properties of iron. When the dry metal is 
heated, the duration of the sound diminishes slowly from, generally speaking, 
10° to 20°, then more rapidly, and finally very rapidly, between 50° and 1(K)^ 
At 90° the curve falls rapidly, and attains a minimum at about 120° to 130°, when 
the sound is hardly more than a confused murmur. On continuing the heating, 
the curve is seen to rise again, and the duration of the sound increases rapidly from 
150° onwards to about 220° or 250°, where it reaches a maximum. From this point 
the duration increases very slowly until 325° to*350° is reached, when the fall becomes 
more rapid and the sound dies away finally at about 540°. It should be noted that 
on reaching red-heat, at about 500^, the bar still gives out a sound at least four times 
greater, generally speaking, than the sound given at 120°. The duration of the 
sound decreases very rapidly in steels, starting from normal temp., and attains a 
minimum at about 120°, which may be measured in the case of hypereutectoid 
steels. The peaking of the curve of resonance decreases, and the minimum rises 
with the percentage of carbon. It is less accentuated in proportion as white iron 
is approached. As may be seen on iaspecting the curves of the duration of the 
sound, complete extinction of sound only occurs in the case of the annealed hypo- 
cutectoid between 100° and 140°. Grey irons no longer display sonorousness, and 
the phenomenon is no longer distinctly observable. The maximum resonance on 
heating is in the vicinity of 250° ; it approaches 2(K)° when the proportion of carbon 
increases ; its distinctiveness and its absolute value increase with tlie amount of 
combined carbon contained in the metal. The resonance gradually diminishes and 
finally becomes extinguished at a little below nascent red-heat. Hlag reduces and 
a little carbon favours resonance; sulphur diminishes th(‘ sonorous properties, but at 
ordinary temp, phosphorus has very little influence. For alloy steels, q.v., 

J. A. Anderson found the velocity of sound in iron vapour to be between 990 and 
1650 metres per second. 

Innumerable tests have been made on the mechanical properties of iron and 
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steels. A selection for some of the alloy steels is made in connection with the 
different alloys. Kor industrial purposes, in different parts of the world, probably 
thousands of samples are tested every day; and metals are manufactured to satisfy 
certain specified mechanical tests. 

The elastic limit is the greatest load per unit of original cross-section which does not 
produce a permanent set; the proportional limit is the load per unit of original cross- 
section at which the deformations cease to be directly proportional to the loads ; and the 
yield-point is the load per unit of original sectional area at which a marked increase in the 
deformation of the specimen occurs without increase of load— cf. 1. 13, 17. The definitions 
were discussed by J. E. Howard,® and T. D. Lynch. 

In 1809, L. B. G. de Morveau made some observations on the tensile strength 
of the metals, and found that the weight in kilograms which could be supported by 
an iron wire 2 mm. in diameter was 250; a copper wire, 137 ; a silver wire, 85 ; etc. 
G. Wertheim measured the tenacity of some metals, in kilograms per sq. mm., and 
found for iron, 50*3 ; copper, 31*6 ; silver, 16*4; etc. G. Wertheim said that the 
tensile strengths of the metals vary as their at. wts .—vide supray hardness. There 
are many collections of data. The following is based on that of F. Auerbach. In 
illustration of the values given for the elastic modulus of iron, Eyin kgrms. per sq. 
mm., N. Katzenelsohn gave for forged iron, 19,024; G. Wertheim, 20,869 ; 

G. Pisati and G. Saporito-Ricca, 21,450; M. Baumeister, 20,500; H. Tomlinson, 
19,810 ; K, F. Slotte, 19,385 ; for annealed iron, G. Wertheim gave 20,794 ; for 
cast iron, P. A. Thomas gave 21,740; 0. Wagner, 21,300; W. Pscheidl, 11,713 ; 
W. Voigt, 12,800 ; and A. Gray and 
co-workers, 15,750. Similarly, for forged 
steel, G. Wertheim gave 18,810; for 
annealed steel, 17,280; and for cast 
steel, 19,556. For cast steel, G. Pisati 
gave 18,490; W. Voigt, 20,4(X); E. H. 

Amagat, 20,395 ; 0. Wagner, 20,560; 
and for mild steel, A. Gray and co¬ 
workers gave 21,700; and C. I\ Weston, 

19,380; for soft steel, 20,705; for 
medium steel, 20,910; and for hard 
steel, 20,600. A. L. Kimball and D. E. 

Lovell gave for the elastic modulus of annealed Swedish iron 18*9x10^^ dynes 
per sq. cm., and for cold-rolled mild steel, 21xl0ii dynes per sq. cm. 

H. Tomlinson gave for hard steel, 21-360x10® and 1862x10® grms. per sq. cm. 
for hard drawn, and 198 X10® grms. for annealed iron wire; and G. Angenheister, 
for hardened steel, 18,206; and for soft steel, 18,875; and G. F. C. Searle, 
19,810 —vide supray Table XVI. As indicated below, the actual values for any 
particular samples must obviously depend on the composition of the metal, and 
on its previous history. W. Sutherland gave for the best representative values 
for iron, in kgrms. per sq. mm., 20,000, with the extremes 18,610 and 21,440. 
Observations on the elastic limit were made by C. H. Desch, J. Galibourg, 
E, Goens and E. Schmid, J. E. Howard, A. Jaquerod and H. Mageli, P. Kreuz- 
pointer, H. K. Landis, G. Lanza, P. F. Lee and H. A. Schade, P. le Rolland 
and P. Sorin, K. Prosad, C. A. P. Turner, and L. B. Turner. The results of 
B. K. Froman, for Young’s modulus with small stresses, are summarized in 
Fig. 199. A. Mallock observed that there is a similar relation between the temp, 
coeff. of the modulus of elasticity and the m.p. as that which obtains between 
the temp, coeff. of the hardness and the m.p. L. C. Tyte discussed the deviations 
from Hooke’s law. 

G. Wertheim gave for the elastic modulus of iron at 15°, 100\ and 200°, respec¬ 
tively 20,794, 21,877, and 17,700 ; and for that of cast steel, respectively 19,561, 
19,014, and 17,926. N. Katzenelsohn found that with iron of elastic limit 19,024, 



Fig. 199.— Young’s Modulus with Small 
Stres.ses for Steel. 
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the percentage decrease between 0“ and 100“ is 2'33. A. Wassmuth obtained a 
similar result. K. F. Slotte gave for the elastic limit of iron : » 

S.40 204^ 30“ 40® 60® 60® 

I'J . , 10,087 10,385 10,220 10,137 10,037 10,004 

A. Gray and co-workers gave a — —0-03130 for the temp, coeff. of the elastic limit 
of iron. 6. A. Shakespear obtained similar results, while M. C. Noyes obtained 
0*03460 for steel; and G. Pisati obtained for iron, the following results for the 
elastic limits and the temp, coelf., aX 10^ : 
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K. Wirnmer gave 7427 at 0‘^, 6298 at 100^', and computed 10,508 at —273° ; and 
K. K. Koch and R. Dieterle, for steel with 0*0085 per cent, of carbon annealed at 
620°, 1-455x10-« kgrm. per sq. cm. at 12°; 1-360x10-6 at 200°; 1-250x10-6 
at 400°; and 1-0455 XlO”® at 600°; C. Schafer gave 1*835 Xl0-« at 20°; and 
E. Griineisen 2-168x10-6 at 18° for 0*1 per cent, carbon steel, and 2*132x10-6 
at 18° for 1*0 per cent, carbon steel. J. R. Benton found the ratio of the 
elastic limit at —186° and at ordinary temp, to be 1-180 ; and C. Schafer found a 
0*02250 increase in the elastic limit per degree between 20° and —186°. K. Honda 
and T. Terada found that the coeff. of elasticity, E, of Swedish iron rose from 
1 * 802 x 10^2 with a load of 1689 grms. i>er sq. mm. to 1 * 968 x 10^2 with a load of 
11,700'grms. per sq. mm. H. Schlechtweg, and G. H. Kuelegan and M. R. House¬ 
man studied the subject, W. Sutherland said that if E denotes Young’s modulus 
at 0°, and Eq its Value at the absolute zero, then, if Ofn denotes the m.p. of the metal, 
£jEQ—l—0’8236/0fn, for temp, up to about 102°, but it is imperfect at the m.p., 
since it gives finite values at that temp., whereas the value ought to be zero. A. Gray 
and co-workers found for Young’s modulus of mild steel 2*1279x1012 dynes per 
sq. cm., at 20-3°, and 2-0939 XIO 12 at 80*3°—a diminution of 0*000247 per degree; 
for soft iron they gave 1*5521 XIO 12 at 16° to 22°, and 1*5321 XIO 12 at 94° to 96°-- 
a diminution of about 0-000156 per degree. E. P. Harrison and S. K. Chakravarti 
observed that the elastic modulus does not reach a maximum as the temp, rises, 
but decreases continuously so that between 27° and 140° for annealed wires, 
F-Ayi-0*000934(0-30)™ O-Oe733(0-3O)2}, when E^o is 18-95 xlO^ dynes per 
sq. cm. H. L. Dodge found the modulus of elasticity, E, of mild steel (0*162 per 
cent, carbon) in lO'H dyne per sq. cm. : 

32® J42® 203® 398® 466® 

. 19*3 18-9 18-2 16-9 14-6 

A. Mallock gave 1 -27 for the ratio of Young’s modulus at —273° and at 0°. F. Sauer- 
wald and co-workers attributed the brittleness of a-iron at the temp, of liquid air 
to the ready cleavage of the crystals at that temp. 

K. Honda and T. Tanaka found that the effects of carbon on the modulus of 
elasticity, E, and modulus of rigidity, K, for iron alone are respectively 2-087 x 10^2 
and 8*34 X10^^; and for alloys with carbon : 
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The presence of carbon in general decreases both moduli. The zig-zag character 
of the curves is attributed to impurities. Whilst the tensile strength of carbon steels 
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is increased by quenching, the moduli of elasticity and rigidity are decreased in all 
cases. This fact was noted by K. Honda and H. Hasimoto. 

H. Tomlinson observed that after a wire has suffered permanent extension, the 
temporary elongation which can be produced by any load becomes less as the 
interval between the period of permanent extension and that of applying the load 
becomes greater. This increase of elasticity is greater in proportion for large loads 
than for small ones. The increase of elasticity takes place whether the wire be 
allowed to remain loaded or unloaded between the period of permanent extension 
and that of testing for the elasticity. The rate of increase of elasticity varies 
considerably with different metals ; with some, the maximum elasticity is attained 
in a few minutes, with others, as with iron and steel, not till some days have elapsed. 
The elasticity can be increased by heavily loading and unloading several times, th(‘ 
rate of increase diminishing with each loading and unloading. A more or less 
decided departure from Hooke’s law- - 1 . 13, 17—always attends recent permanent 
extension, even when the weights employed to test the elasticity do not exceed 
one-tenth of the breaking weight. L. C. Tyte found that all the metals he investi¬ 
gated deviated from Hooke’s law over the whole range. The amount of deviation 
differed for the same material subject to different heat-treatments, and cold-working. 
For annealed metals, the deviations increased with an increase in the size of crystals. 
H. Tomlinson observed that the departure is 
diminished very noticeably in the case of iron 
and much less so in the case of other metals, by 
allowing the wire to rest for some time, either 
loaded or unloaded, it is also diminished by 
repeated loading and unloading. Permanent 
extension with all metals, provided the wire 
has not been kept heavily loaded for some time, 
produces a decrease of ela.^ ticity if the strain be 
not carried beyond a certain limit. If the ex¬ 
tension be c^irried beyond this limit, a further 
permanent increase of length causes an increase 
of elasticity. In the case of iron, heavy loading 
for some time so increases the elasticity that 
even when the extension would have caused 
diminution of elasticity without such continued 
loading, the latter will, if sufficient time be allowed, change this diminution into 
an increase—but not so with copper. With iron which had been heavily loaded for 
some time, the ratio of the temporary elongation to the load producing it becomes 
less as the load employed becomes greater, until a certain limit is attained dependent 
on the extent of +he previous heavy loading. With other metals, and with iron 
which has suffered permanent extension without allowing the load producing the 
extension to remain for any appreciable time on the wire, the elongation increases 
in a greater proportion than tlie load. This behaviour of iron, as well as the fact that 
this metal does not, until many hours have elapsed, attain its maximum elasticity, 
after having undergone permanent elongation, is attributed to the great cohesive 
force of the metal. When a fixed load is applied to steel at a constant temp., there 
is an initial flow which results in an elongation of the st(*el. This elongation ceases 
after a time, if the load is not too great. This indicates a strain hardening of the 
material. If the load be constant, there is a slower elongation, or mor^dary flow, 
which continues under a constant load of sufficient magnitude until it is followed by 
a final rapid fiow which immediately precedes the fracture of the metal. H. F. Moore 
represents the phenomena as elastic deformation, slip, and fracture. The elastic 
deformation is represented by a slight stretching, or compression, or a lateral dis¬ 
placement (shear). This deformation disappears w^hen the stress is released. As 
the stress is increased, some of the atomic bonds in the crystal-grains are broken 
along certain planes, the divorced atoms slide over other atoms, find new parthers, 
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and form new bonds. It is remarkable that after a brief period of rest for readjust¬ 
ment, the new bonds seem to be stronger than the old— e.g, in cold-drawn steel 
the slip is attended by an increase in strength. The action at this stage is the 
phenomenon of slip discussed above. The planes of slip across the crystal grains 
appear microscopically as lines, or slip-bands, H. P. Hollnagel represented the 
different types of stress-strain curves by Fig. 200. H. F. Moore likens the slip to the 
action of an oblique pressure on a pack of cards—^Fig. 201—and added : The slipping 
continues, some of the broken atomic bonds do not form new bonds, and minute 
cracks appear, until finally the cracks spread and a fracture occurs. The relations 
of stress to strain are illustrated by Fig. 202. OE represents the first stage of elastic 
deformation ; slip-bands begin to appear at E wlien the stress is AEy after that, the 
curve deviates from a straight line, and when the load is released, the material has 
acquired a small permanent set. E represents the proportional limit or elastic limit; 
the yield-point is represented by so that when the stress attains the value BY, 
a general slip occurs, and after that fracture. With very brittle materials, fracture 
may occur before the stress becomes large enough to show a well-marked yield-point. 
Under repeated loading a stress well below the ultimate tensile strength will start 
a fracture in metal which finally spreads to failure of the entire cross-section of a 
piece. This spread under repeated loading is very much slower that the spread 
under a single increasing load. Thousands or even millions of cycles of stress may 
be required to develop the final failure. This repeated stress fracture spreads 
slowly, like a minute hack-saw cut, but its rate of progress is accelerated, and just 


I 






view of shp 


Fig. 201.—Formation of Slip«bands 
(Diagrammatic). 



Fig. 202.—Relation 
of Stress and Strain. 


before fracture it is almost as rapid as is the spread of fracture under a single 
increasing load. In fact, a typical fatigue failure usually shows two distinct 
zones : (i) A smooth surface where the crack has spread slowly and the walls of the 
crack are battered smooth by repeated opening and closing, (ii) a rough “ crystal¬ 
line ’’ surface indicating the very much more sudden fracture of the core of the piece. 
The subject was discussed by K. Yuasa. 

According to Hooke’s law, if B denotes the extension, and P the stress, S—IP, 
where k is a constant; but, as just indicated, the results of accurate observations 
deviate a little from the rule. C. Bach said that F. A. Schulze’s formula S~~JcP”^ 
gives better results when m is a constant greater than unity. For example, 
T. E. Stanton observed that in his tests, the relation between permanent strain, 
S, and stress, P, can be represented by P=39*37S*^, where k is nearly 0*25 for some 
specimens of mild steel. R. Mehmke has made a collection of the formulte which 
have been suggested in place of Hooke’s law, in order to represent the observed 
results empirically. E. Hartig, and E. Grttneisen and F. A. ^hulze assumed that 
the elastic modulus increases linearly with increasing stress, so that dP/dS—E—cP, 
where c is a constant; and this can be written S=P~i(P+ 62 ^^+^^+ • • •)» where 
62 , ^ 3 , . . . are constants. This resembles I. 0. Thompson’s formula, 
S~aP-\~hP^-\-cP^. W. Voigt also supposed that the increase in the elastic modulus 
with increasing stresses is in accord with a power series. P. Debye assumed that 
the modulus of elasticity is a function of the interatomic distance. G. Wertheim 
made an assumption of this kind in 1848, for he gave the formula Ed'^—Si constant 
when d denotes the mean distance apart of the atoms. P. Debye’s hypothesis is 
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not in accord with tlie beJiaviour of solid soln. where the change in the modulus is 
greater than can be explained by a small change in interatomic distances. According 
to H. von Wartenberg, every elastic deformation of a metal composed of grains is 
really made up of pure elastic deformation and of an elastic after-working, having 
a time factor. Single crystals do not exhibit elastic after-effect. The pure elastic 
deformation of a metal is independent of the previous treatment. The limit of 
proportionality of a metallic conglomerate is the stress at which the most un¬ 
favourably situated crystal slips, and it follows that there is no such limit for single 
crystals. The elastic limit is the stress at which the elastically deformed crystals 
fail to bring back the displaced crystals to their original position. The subject 
was discussed by A. Berliner, W. Geiss, G. A. Tomlinson, G. S. Meyer, M. Polanyi, 
G. Tammann, E. (lOons and E. Schmid, P. Bechterew, G. Cook, G. Masing, H. Mark, 
L. Boltzmann, J. E. Wiechert, A. A. Michelson, J. Okubo, J. C. McConnel and 
D. A. Kidd, E. Heyii, M. Mesnager, K. Sauerwald and H. G. Sossinka, A. V. Stepa- 
noff, and E. Houdremont and H. Kallcn. 

.]. E. Stead worked out a theory for the relation between the cold-working of 
steel and the tensile strength. He stated that there are at least three stresses to 
consider : (i) the stress, Si, required to destroy the cohesion between the atoms in the 
space-lattice of the crystal, and this is assumed to be constant: (ii) the stress, 
required to produce* internal slip; it is a characteristic of each steel; it increases 
exponentially with the amount of slip, and depends on the amount of slip which 
has already taken place ; and (iii) the stress, aS’jj, required to produce external slip ; 
it is characteristic of each steel; and it increases linearly with tin* amount of slip 
that has taken i)lace. He said : 

When a test-piece is stressed, tlie stress rises elastically until the initial value of S2 is 
reached, and tlien internal slip takes place. The crystallites being in a state of unstable 
equilibrium owing to internal stresses, when slip takes place this equilibrium is upset and 
a position of stable equilibrium is attained, in wliicb the internal stresses have disappeared. 
This necessitates considerable slip taking place, such slip constituting the yield-point slip. 
This is nearly all internal, but is accompanied by some slight external slip to conform with 
the movement that has taken place in the crystallites. While the crystallites are settling 
down into a position of equilibrium, the stress remains the same and the slip produces no 
hardening effect. That is to say, the piece cannot withstand any liigher stress than S2 with¬ 
out further slip. As soon as the equilibrium position is reached, any further slip produces 
an increase in aS',. That is to say, to produce further slip the stress must be increased, and 
with each increasing slip there is an increase in the value of /Sg. However, the slip that 
takes place is partly internal and partly external, the proportion of external to internal 
increasing as tlic slip increases. Thus, hardening is due partly to the increase of ^S’o and 
partly to that of Though the initial value of S2 is less than that of ^' 3 , the former 
increases with slip more rapidly than S^, so that a point is reached when the value of ^'3 
is equal to the value of S 3 . As the values of S2 and approach each other, tlio ratio of 
external slip to internal increases until, when <S.> and are equal, the slip becomes wliolly 
external. Tins continues until tlio breaking point is reached. The breaking stress may bo 
equal to >Sq, but of that there is no evidence one way or the other. 

J. T. Bottomley noted the great difference between the tenacity of iron when 
loaded by slow degrees, and when loaded quickly ; and this recalled the increase 
in the portative power of a magnet with gradual loading— vide infra. II. J. French 
and W. A. Tucker, and A. Michel and M. Matte showed that when a specimen of 
steel is subjected to a constant load, it passes through four phases : (i) an 
instantaneous extension ; (ii) a slow extension; (iii) a constant increase; and 
(iv) a rapid increase accompanied by fracture. The permanent deformation and 
fracture was discussed by M. Malaval, and A. H. Leblond; and the expansion of 
cast iron under tension, by E. Piwowarsky and 0. Bornhofen; and the change of 
dimensions under torsional stresses, by T. UMa. 

C. A. Edwards and L. B. Pfeil, working with single crystals of iron, containing 
0*13 per cent, carbon, 0*023 Si, 0*44 Mn, 0*028 S, and 0*020 P, found that the limits of 
proportionality ranged from 1*725 to 2*69 tons per sq. in.; the tensile strength, from 
9*38 to 15*38 tons per sq. in. ; the modulus of elasticity, from 11,200 to 13,320 tons 
per sq. in.; and the elongation, from 30*5 to 53*65 per cent. With two exceptions, 
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the tensile strengths fall within a range of L27 tons per sq. in., the average of 
8 tests is 9*98 tons per sq. in. with maximum and minimum values, respectively, 
10-65 and 9-38 tons per sq. in. H. C. H. Carpenter’s values for the tensile strength 
ranged from 9*61 to 9*94 per sq. in. Observations were made by G. I. Taylor and 
C. F. Elam, i’. Sauerwald and G. Eisner, P. Ludwik, A. B. Kinzel, J. Konigsberger, 
A. Kroitzsch, W. H. Hatfield, R. L. Templin, 0. Schwarz, J. Galibourg, J. Seigle, 
A. R. Page, F. G. Martin, J. A. Jones, F. W. Duesing, H. Poellein, P. R^gnauld, 
R. Rimbach, C. H. Carus-Wilson, R. H, Graham, J. E. Howard, E. Bernard on, 
C. Cornut, J. H. Wicksteed, E. Marke, L. Tetmajer, W. P. Davey, A. Pomp, A. Vos- 
maer, J. W. Langley, K. Daeves, C. C. Schrott and G. M. Case, J. E. Howard, and 
T. B. Focke. The tensile strengths of small crystals were more variable than large 
ones. C. A. Edwards and L, B. Pfeil consider that tlie lowest value for the tensile 


strength in a single crystal will, be obtained when two slip-planes make angles of 
45® to the axis of stress, that is, when two planes coincide with a plane of maximum 
shear, and that higher values for tensile strength will be obtained when no planes 
make this angle. Tlie important factor is the angle between the planes and the 
axis of stress, and not the relative position of the planes and the surface of the 
specimen. It is not clear whether an iron crystal during a tensile pull gives way 
upon the dod(‘cahedral-planes or on the cube-planes. Slip in a crystal usually 
occurs most easily on the j)lan(‘s containing the gn‘atest numb(T of atoms per unit 
area, and in the case of a-iron, these are the rhomb-dodecahedral or (llO)-planes. 
Observations, however, favour the assumption that slip in a-iron takes place on the 
cubic or (10())-planes. The limits of proportionality have an average of 2*19 tons 
per sq. in. ; the results are all low when compared with that for crystalline iron where 
the value attains 8 tons per sq. in. No relation between the tensile strength and 
the limit of proportionality was observed. The elongation shows a tendency to 
vary in accord with the tensile strength ; the data were very variable when com¬ 
pared with the tensile strength. The modulus of elasticity averages 12,016 tons 
per sq. in. There are no wide variations in accord with general observations that 
the condition of a metal—cold-worked, annealed, etc.^—has but a small effect on 
the elastic modulus. F. Sauerwald and co-workers observed that single crystals of 
a-iron at the temp, of liquid air readily rupture along the face of the cube. Accord¬ 
ing to F. Osmond and C. Fremont, the mechanical properties of single crystals are 
a function of the crystallographic planes in relation to the direction of stress. The 
extreme brittleness displayed along the planes of cleavage is associated with high 
plasticity in other directions. G. P. Fuller found that the yield-point of 99-965 
per cent, electrolytic iron, annealed to remove hydrogen, is 23,000 lbs. per sq. in., 



Fig. 203.— The Effect of 
Tensile Stresses on the 
Volume of Steel. 


and the tensile strength is 40,000 lbs. per sq. in. The 
metal can be annealed at a high temp, and quenched 
without affecting its properties. 

H. Quinney observed that the Ac 3 -arrest with single 
crystals was not influenced perceptibly by strains ; and 
the subject was studied by J. Seigle, and H. Griess and 
H. Esser. F. Sauerwald and T. Sperling observed that 
the Aci-arrest of iron is lowered by deformation ; the 
Arj-arrest is raised about 1®; the Acs-arrest is lowered 
about 4®; and the Ar 3 -arrest is raised about 4®. 
H. Hanemann and R. Yamada observed that the sp. vol. 
of steel is increased temporarily by elastic stress, and 
permanently if it be deformed when in a state of plastic 
flow. The dotted lines, Fig. 203, show that the vol. of a 


number of steels increases with increasing tension; and the continuous curve 
represents the increase in vol. which occurs when plastic flow begins. B. MacNutt 
and A. Concilio observed that when stressed in a testing machine, steel makes 


noises. The load at which the first noise is heard is constant for a given material, 


and it occurs in the neighbourhood of the yield-point. 
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The physical properties of steel are mainly dependent on j(iJ the previous history 
of the metal; (ii) the chemical composition, i.e. the relative proportions of the 
other elements present; (iii) the distribution of the different structural con¬ 
stituents, i.e. the relative proportions of ferrite, cementite, etc., present; and 
(iv) the size of the grains. F. Sauerwald and K. A. Pohle found that the brittleness 
of iron below 0° is not appreciably affected by the grain-size. L. Ljamin found that 
the tenacity of different steels varied as the size of the pearlite grains at the same 
finishing temp. ; and A. Sauveiir obtained the results indicated in Table XVIIT, 

Table XVIIT. —The Delation between the (iRArN-srzF and Tensile Strfinqth. 
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and found that if A denotes the average area of the grains in sq. mm., the tenacity, 
T, in kgrms. per sq. mm., is 7'—75*5—0*004Observations on the effect of the 
grain-size on the mechanical properties have been made by J. 0. Arnold, 
F. C. Thompson, W. E. Dalby, W. H. Bassett and C. H. Davis, R. Arrowsmith, 
W. Rosenhain and J. C. W. Humfrey, R. E. Paine, E. Hoiidremont and co-workers, 
E. Schtiz, H. von Jiiptner, F. Osmond, 0. von Keil and 0. Jungwirth, and 
H. T. Angus and P. F. Summers. 0. A. Edwards and L. B. Pfeil found that a 
test-piece with 28 crystal grains jier sq. mm. had a 
tensile strength of 17*2 tons, and with decreasing grain- 
size the tensile strength remained steady until about 
84 crystals per sq. mm. WTre present, after which, the 
strength increased rather rapidly to about 20 tons per 
sq inch at a crystal-size of 145 ; with a crystal-size of 
166, the tensile strength fell to 17 tons per sq. in. ; 
and any further decrease in crystal-size had little effect 
since the tensile strength remained about 17 tons per 
sq. in. for all samples with a finer grain than 166. 

The curve thus shows a definite maximum which also 
corresponds with the maximum for the limits of pro¬ 
portion. The cause of the discontinuities has not been yig. 204.— The Effect of 
explained. It was not due to the contact of the metal 
with hydrogen or nitrogen. 

V. A. Edwards and L. B. Pfeil observed that de- 
carburized ferrite aggregates gave practically constant 
maximum stress and elongation values as the grain-size decreased from 27 to 307 
grains per sq. mm. W. Rosenhain and J. C. W. Humfrey summarize their results, 
Fig. 204, as follows : 
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the Grain-size of Crystals 
on the Tensile Strength 
at Different Tempera¬ 
tures. 


Commencing with tlie material at the liigher temp., that is, w^ell above Arg, it 
possesses the mechanical properties ami the microscopic behaviour of an aggregate of 
crystals, themselves relatively’ strong, embedded m a viscous fluid. Throughout the 
y-range these characteristics are maintained although the actual fluidity of the inter- 
crystalline cement no doubt diminishes steadily with decreasing temp. The allotropic 
modification which occurs at Arg affects the crystals alone without altering the character 
and properties of the cement ; as a consequence of the allotropic change, the crystals become 
very considerably weaker, so that the relative importance of crystals and cement from the 
I)oint of view of strength is reversed after passing Arg; the crystals now being relatively 
weak, yield first, w*hile the cement is relatively liard and stiff. This change makes itself 
felt in two ways : in the fiit^t place, the tenacity-temp, curve drops suddenly and follows 
a totally different course from that which governed its path in the y-region, and in the second 
place, the strength of the material is now very largely dependent upon the crystal-size, 
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since the proportion of the harder and stronger cementing material is mucli higher in a fine¬ 
grained structure than in a coarse-grained one, and the presence of tliis harder material 
makes itself felt more directly, and also indirectly by acting as a stiffening which resists the 
tendency of the crystals to undergo plastic deformation. The fact that tliis influence of 
crystal-size is really due to the presence of an amorphous cement is further confirmed by the 
observations which show that if the rate of straining is extremely slow the influence of 
crystal-size practically disappears, this being in accordance with the view that at tliese slow' 
rates of straining the cement even at this lower temp, w'ill undergo viscous flow. The 
allotropic change at Ar,, although clearly indicated by discontinuities in all tenacity- 
temp. curves, does not make itself felt very strongly in any of tlie observations, and beyond 
the fact of establishing the existence of a mechanical discontinuity the observations throw 
little light on the nature of the change from ]3- to a-iron. The bearing of the results of these 
observations on the allotropic theory of the hardening of steel is of some interest. An 
inspection of the temp.-tenacity curves clearly shows that the allotropic change at AC 3 , 
or Atj, brings with it tlie greatest change in mechanical properties. The question whether 
the j 8 -inodification of iron plaj's the principal part in the hardening of steel is still an open 
one. The shape of the curv'e does not justify any very definite extrapolation towards the 
ordinary temp., although it seems tolerably certain that if the y- or jS-curve could be produced 
down to the ordinary temp, it would correspond to material verj^ much harder than a-iron. 
Whether, however, these two curves would retain their relative positions, thus making 
the y-iron the harder at the ordinary temp., or whether the two curves may cross, cannot bo 
concluded from these observations. All that can bo definitely said is that at least one 
important transformation takes place in iron at a temp, near 900°, and tliat this trans¬ 
formation results in the formation of a considerably harder and stronger body, usually 
called y-iron. A similar but much smaller change is indi(“ated definitely at the temp, of 
Arj, and it is difficult to reconcile the occurrence of such a discontinuity with C. Benedicks’ 
theory which regards /3-iron as a soln. of y-iron and a-iron. On tho other hand, the 
observations, apart from the mechanical discontinuity, do not indicate any very striking 
difference betw'een /S- and a-iron. 

R. Arrowsmitli's observations on the effect of grain-size on tlie extension of 
armco iron at the yield-point are summarized in Fig. 205, for a sample annealed 
at 1050^^ for 7 hrs. when the number of grains was 87 per sq. 
mm., annealed at 920"^ for 90 min. when 220 grains per sq. 
mm. were present, and annealed at 770^^ for 19 hrs. when 
1000 grains per sq. mm. were present. F. C. Thompson 
found that for a number of metals the elastic limit, E, is 
very nearly £'=l*5no'/V/, where 71 denotes the number of 
crystals per sq. cm., a denotes the surface tension, and d 
denotes the thickness of the intcrcrystallinc film. This ex¬ 
pression assumes that the elastic limit is a measure of the 
strength of the intercrystalline junctions. Sufficient data 
are not available for satisfactory tests. The subject was 
discussed by W. von Moellendorff and J. Czochralsky, and 
T. W. Hardy. H. Hanemann and R. Hinzinann found only 
a slight variation in the tensile strength of steels with a 
grain-size ranging from 90 to 25,(XX)/Lt2. 

W. S. Farren and G, I. Taylor found an increase in the 
internal energy of the metal in an overstrained state, and 
with mild steel they estimated an increase of 14 per cent, of the work done. Con¬ 
firmatory results were obtained by H. Quinney. P. Lasareff said that the elastic 
limit of iron is proportional to where N is the number of atoms per c.c. 
The theoretical basis of the formula means that the intercrystalline forces can be 
neglected, the intermolecular force is proportional to the atomic concentration 
and a certain power, the same for all metals, of intermolecular distance - 
vide supra, hardness. E. Marke, T. Morris, W. E. Koch, T. H. Beare, 
W. M. Wilson and W. A. Oliver, and R. R. Kennedy and G. J. Oswald found that 
titanium, even in small proportions, considerably lessened the grain-growth, and 
H. Hanemann observed that with graphite present as coarse grains, the tensile 
strength of iron was 10 to 14 kgrms, per sq. mm., whilst it was 20 to 24 kgrms. 
per sq. mm. when present as fine grains. See hydrogen, for the effect of that 
element. 



Fio. 205.—Tlie Effect 
of Grain-size on the 
Stress - Elongation 
Curves. 
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K. H. W. Tafel and H, Scholz discussed tlie distribution of the stresses in test-bars of 
different shapes. L. H, Appleby, W. Ast, C. Bach, C. Bach and R. Baumann, W. Bag- 
shaw, J, Barba, T. H. Beare and W. Gordon, A. L. Boegehold, H. Bornstein, H. Brearley, 
p. Breuil, R. Buchanan, R. H. Cabena, R. C. Carpenter, F. J. Cook, A. H. Dierker, 
J. W. Donaldson, J. Durand, H. J. French, W. Gordon and G. H. Gullivei, W. Hackney, 
P. A. Heller, H. A. Holz, H. M. How e and co-workers, H. Hubert, T. H. Johnson, B. Kirsch, 
P. Kreuzpointer, R. Kiihnel, O. Leyde, J. T. Mackenzie, J. D. Mackinson, R. S. MacPherran, 
A. Martens, A. Mesnager, R. Moldenke, J. Mui,*, A. L. Norbury, P. Oberhoffer and 
W. Poensgen, D. A. Oliver, J. G. Pearce, A. Portevin and co-workers, A. Pouilloux, 

J. S. G. Primrose, P. Reusch, G. H. Roberts, E. V. Ronceray, W. H. Rother and 
V. M. Mazurie, M. Rudeloff, F, Sauerwald, H. B. Seaman, J. Seigle, J. Shaw, H. H. Shepherd, 
T. G. Staub, A. Ic Thomas and R. Bois, W. C. Unwin, E. R. Verity and A. Binns, G. B. Water- 
liouse, G. Welter, T. D. West, M. O. Witliey. and W. Wood examined the influence of the 
form of the test-pieces on the results : E. I*. Withrow^ and L. C. Niedner, and J. G. Pearce, 
the effect of machining and removal of skin ; R. H. D. Barklie and H. J. Davies, the effect 
of films of elec'trodeposited metals ; E. G. C'oker, the effect of polishing ; F. J. Cook, 

K. L. Zeyen, J. and L. Treuheit, and J. E. Stead, the mode of casting ; J. E. Hurst, the effect 
of temp, of casting —vide infra ; J. Bauschinger, B. Blount and co-w orkers, H. Stradtmann, 
J. T. Bottomley, H. Lebasteur, E, Maitland, the effect of tlie time of loading on the results ; 
and O. Bauer, K. Hopfer, O. Knaudt, A. l^omp and S. Weichert, R. L.Templin, L. C. Tyte, 
H. Wald, and F. Wiist and W. C. Huntington, tlie degree of accuracy attainable in the tests. 

A, Pomp measured the effect of cold-work on the tensile strength, in kgrms. 
per sq. mm., and Brinell's hardness of electrolytic iron, and of iron with 0*03 
per cent, carbon; 0-01, silicon; 0*29, manganese; 0*028, sulphur; and 0*019, 
phosphorus. The results are indicated in Table XIX. F. C. Thompson and 

Table XJX.— Effei’T of Cold-work on the jMei hanjcal J’roperties of Ikon. 



Tliickncsfi 

Tensile 

length 

Hardness 

Elongation 
per cent. 

mill. 

Decrease— 
per cent. 

per cent. 

increased 


Increase— 
per cent. 


,4*0 

0*0 

24*7 

0*0 

52 

00 

41*5 


I : h 5 

12*5 

28*8 

16*6 

78 

501) 

34*2 

Electrolytic 

-|3-0 

25*0 

32*9 

33*2 

95 

82*7 

11*4 

Iron 

2-5 

37*5 

37*1 

50*3 

109 

100*7 

8*6 


'2-0 

50*0 

4 U 7 

68*8 

112 

115*4 

4*3 


/4-0 

0*0 

32*6 

0 0 

62 

0*0 

40*0 


3-5 

12*5 

41*4 

27*0 

91 

460 

14*3 

iron 

3-0 

250 

47*8 

46*7 

121 

95*1 

13*3 


2-5 

37*5 

55*6 

70*6 

135 

117*7 

6*0 


’ 2-0 

500 

01*3 

88*1 

159 

165*5 

6*0 


W. E. W. Millington studied tlie effect of varying diameters on the elastic constants 
of wires, and found the results indicated in Table XX. 11. L. Sanford and 
co-workers also found tliat the effect of wear on steel wires is to increase the 
tensile strength per unit area. 

Table XX.—The Effect of Vakying Diameters on the Elastic Ccinstants 

OF Wires. 


Diameter 

1 Tons per sq. inch 

1 

Percentage 
elongation 
in tV area 

It eduction 
of area 

(inch) 

Elast ic limit 

Yield-point 

Maximum stress 

(per cent.) 

0*300 

18-6 

24*0 

34*5 

35*0 

62*0 

0-232 

18*6 1 

23*9 

35*1 

35*1 

63*2 

0-176 

18*6 

24*0 

34*7 

35*3 

64*0 

0-128 

17*0 

22*8 

35*0 

36*0 

66*3 

0-092 

17*0 

21*8 

34*6 

36*8 

67*4 

0-064 

16*3 

20*4 

34*2 

39*2 

69*1 

0-040 

15*6 

19*8 

34*1 

41*4 

70*3 

0-036 

15*2 

20*0 

34*1 

42*5 

71*2 
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P. Croerens represent eel the effect of cold-work in terms of percentage reduction 
of area on the tensile properties of a soft basic Bessemer mild steel, on a medium 
steel, and on a hard steel, by Fig. 206 -the dotted curves refer to percentage 
elongations, the otliers to tensile strengths. P. Goerens gave for the elastic 
modulus Ex 10® kgrms. per sq. cm. for drawn wire, and E^XlO® for the 
annealed wire : 


(\irbon 

0-07 

0-12 

0-27 

0-55 

0-62 

0-78 

0-98 per cent. 

1 )raw n 

. 90-5 

70-4 

70-4 

86-5 

44-3 

58-5 

32-8 

E’/IO'J . 

2-00 

1-98.5 

1-99 

200 

2-00 

2-00 

1-98 

/J^XlOc , 

2-00 

2-01 

2-02 

205 

2-09 

2-19 

2-01 



Ppreentd^ rcduct'on Percentage reduction 


Fic. 20G.—The Effect of Cold-work Fio. 207.— The Effect of Cold- work on 

on the Tensile Strength of Steel. Arrnco Iron. 

R. M. Brown found that cold-drawing does not much affect the elastic modulus 
of iron and steel, but it may double the tensile strength. For mild steel, the limit 
of proportionality is increased by cold-drawing. H. Eicken and W. Heidenhain 
found that with a 0*26 per cent, carbon steel, with a 15 per cent, reduction in dia¬ 
meter, the tensile strength rose from 85 to 180 kgrms. per sq. mm. R. L. Keynon’s 
results witli anneo iron are summarised in Fig. 207. Observations were made by 
I. Adachi, F. J. Cook, W. Broniewsky and J. Krol, C. A. Edwards and J. C. Jones, 
E. Fangmeier, J. Feilen, J. R. Freeman and A. T. Derry, R. Giraud, K. Honda and 
R. Yamada, E. J. Janitzky, W. Knackstedt, W. Koster and H. Tiemann, E. Marke, 
A. de Marneffe, F. S. Merrills, R. W. Miller, F. Pacher and F. Schmitz, L. B. Pfeil, 
A. Pomp, A. Pomp and W. Albert, W. Piingel, S. H. Rees, E. L. Rhead, W. Rosen- 
hain, F. Sauerwald and co-workers, T. Swinden and G. R. Bolsover, and 
R. L. Templin. E. Griineisen gave Ex 10®—1-329 for cast steel with 2-7 per cent, 
of graphite and 0*8 per cent, of combined carbon, and Ex 10®=1-050 for cast iron 
with 3-0 per cent, of graphite and 0-5 per cent, of combined carbon. For the 
relation between tensile strength and hardness, vide supra, Table XIX. L. Riirup 
examined the changes in composition of steel during mechanical treatment, and 
found : 

Total r Combined C Mn P Si 

(Tiu iblc steel . . . 0-804 0*80 0-249 0-030 0-201 

After rolling . . . 0-800 0-78 0-263 0-0465 0-0238 

Annrakd wire . . . 0-801 0-775 0-2625 0-0415 0-235 

F. 8(‘hmitz gave for the averages of 200 basic steel bars, and 200 acidic steel 
bars, with carbon ranging from 0*45 to 0-54 per cent. : 

Elastic Breaking Elongation lloductIon area 

limit stress (per cent ) (per cent.) 

(kgims jier sq mm ) (kgrins. per sq. mm.) 

38- 40 71-73 

39- 93 72-39 


steel 
Acidic steel 


16-83 

16-49 


40-58 

36-07 
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A. battniann studied the effect of the mechanical treatment of acid and basic steel 
ingots. The acid steel had ()-19 per cent, of carbon, a tensile strength of 26 tons 
per sq. in., an elongation of 24*5 per cent., and a reduction area of 59 per cent.; 
whilst the basic steel had ()*15 per cent, of carbon, a tensile strength of 22*8 tons 
per sq. in., an elongation of 28-5 per cent., and a reduction of area of 65 per cent. 
"When reduced at different temp., by a rapid-striking hammer, from a thickness of 
0*39 in. to one of (^*35 in., tlie mechanical properties were those indicated in 
Table XXL The acid metal hammered at 200*^ could be bent double when cold, 

'J’AnnK XXL— HANit AL J'kofektiks aftck 11\mmkking at Difiekknt 

TKM PERAT ORES. 



Acid rnetal 

Basic metal 

Temper¬ 

ature 

(dunreeb C.) 

Teiisil*' 

strcnjjth 

(tt)us per 
sq. inch.) 

£)()ii^a1 ioti 
(p<'r cent ) 

Rpdiu ti(>ri 
ol are« 

(per Lent.) 

Tensilf 

"trciiRMi 
(tons IKT 
s<l. hull) 

Elon^Mtion 
(per cent.) 

Keduction of 

Hiea 

(per cent.) 

- 10 

2G-3 

1,7 


20-2 

io-r> 

G40 

-1 10 

.31-3 

7 

55*7 

28-3 

7'5 

G4-G 

to 

3 If) 

7 

r»o-c. 

.30-4 

7 

55*5 

200 

370 

4 

37'S 

.30-7 

7 

57-2 

.‘120 

37-5 1 

1 

47*2 

30‘7 

7 

50*7 

GOO 

27-6 

12 

5G-0 

27*2 

10 

50*0 

800 

270 

IG 

r>G-2 

25*0 

21-5 

G4-7 

1000 

2G-0 

22-5 

G1-.7 

24-1 

22 

G7-G 

1100 

2G’2 

22-5 

G2-5 

23*3 

21 

G7-3 

1300 

20-3 

185 

GIO 

22*0 

10*5 

G8-0 


but showed small cracks at the bend ; that hammered at 320° (blue-heat) broke 
when bent at an angle of 20°, The basic metal with a similar treatment could be 
bent double but showed slight cracks. The bars subjected to a temp, of —19°, 
had a lower tensile strength but a much greater elongation and reduction of area 
than the bars treated at slightly higher temperatures. The best temp, for the 
mechanical treatment of ingot metal would appear to be that of a bright red-heat. 
The effect of annealing the hammered bars is shown in Table XXI1. The burs, 

Table XXll. —The Effect of Annealing Hammered Ears at Different 
. Temperaturiis. 


Teinperntnie 
(degrees C.) 

Acid metal 

Basic metal 

Tenueitj 
(tons per 
.sq. ineh) 

Elongation 
(per cent ) 

Kedin tion 
of .'ircii 
(per cent.) 

'remidt y 
(tons ]K‘r 
sq.ineh) 

Elongation 
(piT cent.) 

It eduction 
of area 
(per cent.) 

200 

2o-4 

27 

64-7 

22«7 

30-0 

69-3 

320 

2G'2 

24 

G2-4 

22-9 

28-5 

08*5 

GOO 

2G'0 

20 

GM 

23 3 

29-0 

09-4 

800 

2G-0 

24 

()4* 1 

22’8 

310 

(;9-2 

1000 

2G'4 

21 

05’1 

23-1 

29-0 

71’G 

1100 

27 2 

24 

G4’9 

22 7 

.33 0 

71*8 

1300 

25 7 

22 

03-9 

22'4 

30*0 

730 

Not heated 

26-0 

24-5 

59-0 

22-8 

28-5 

650 

Tested at -19° 

25*8 

19*0 

G3’9 

23-1 

2G-5 

80*8 


which had been treated at a bright white-heat, became much softer and more ductile 
hy this treatment; but those treated at somewhat lower temp, were not softened to 
so considerable an extent. The results show that heating the material to a yellow- 
a blue-heat has no influence on the properties of the cooled-down bar. Heating 



46 


IJfORGANIC AND THEORETICAL CHEMISTRY 

to a white-heat affects the quality of the acid metal, but does not appear to have 
much influence on the basic metal. The effect of heating the hammered bars to 
various temp, and then plunging them into water at 6° is shown in Table XXIIL 


Table XXTII.--The Effect of Quenching Hammered Bars from Different 

Temperatures. 



Acid material 

Basic material 

Temporature 
(degrees C.) 

Tensile 
strength 
(tons per 
sq.inch) 

Elongation 
(per cent.) 

Reduction 
of area 
(percent.) 

Tensile 
strength 
(tons per 
sq.inch) 

Elongation 
(per cent.) 

Reduction 
of area 
(per cent.) 

200 

24*3 

22 5 

65*3 

23 9 

26-0 

G5-5 

320 

24-2 

246 

65-6 

23-6 

28-0 

69-4 

600 

26-5 

160 

62-7 

24-9 

220 

67*3 

800 

36-4 

130 

54-8 

38-3 

14-5 

5(v(; 

1000 

31-3 

200 

66-6 

29-3 

150 

091 

1100 

, 32-2 

200 

6 M 

296 

150 

63-6 

1300 

39-8 

100 

43-6 

307 

120 

05-5' 


In both (*as(\s there is a first maximum tensile strength at 800^ followed by a drop 
and then by a further increase. The basic steel heated to a blue-heat gave much 
better results on testing than did the acid metal. With the exception of the bars 
heated to a white-heat, annealing softened the metal completely. Those heated 
to the temp, of 1300° still remained hard even after this annealing. J. (^zochralsky, 
L. Guillet, Z. Jeffries and R. S. Archer, F. Korber, F. Korber and K. Wallmann, 
A. Lundgren, W. Piingel, T. F. Russell, F. Sauerwald, and C. W, Yearsley discussed 
the effect of cold-work on the tensile properties of steel; H. van de Loo, the effect 
of pickling and galvanizing ; and K. Honda, the effect of the forging temp, on the 
tensile strength. 

Z. Jeffries and R. S. Archer assume that the effect of temj). on the tensile strength 
of metals agrees with the assumption that the cohesion depends on the relative 
magnitudes of (i) the intercrystalline cohesion, t.e. the 
cohesion of the assumed amorphous material between the 
grains, and (ii) the intercrystalline cohesion, i,e, the co¬ 
hesion within the crystal grains. Analyzing the curves 
ot the relation between the rupture strength and temp, 
with metals which suffer no allotropic change within the 
range of temp, considered. Fig. 208, has showui that 
(i) at the higher temp., the intercrystalline cohesion is the 
smaller of the two, so that rupture occurs along the grain 
boundaries. Plastic deformation or viscous flow is cha¬ 
racteristic of amorphous materials, and it resembles the 

_ flow characteristic of that of liquids, where the viscosity 

Cohesion - ► is very large at low temp. Whilst the rupture strength 

Fig. 208. — Idealized of a crystal depends on temp, and is independent of the 
Tensile Strength duration of loading, the resistance to the deformation of 
Curves for Amorphous amorphous body varies with the rate and duration of 
terials^ ^ loading. A large load exerted for a short time is equivalent 

to a smaller load applied for a longer time. Here, the 
tensile strength decreases linearly with temp., and cun be represented by the 
relation: S~SQ~ad, where denotes the tensile strength at 0°, S, the tensile 
strength at d°, and a is a constant showing the rate of decrease of S with temp. 
Again, (ii) at the lower temp., the intercrystalline cohesion is the smaller of the 
two, so that rupture occurs across the grains themselves. Here, the tensile 
strength increases very rapidly with temp, and the relation between temp, and 


^ Melting point 
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tensile strength, Sj was found by D. H. Ingall to be best represented by an 
exponential equation. There is a temp, at which the two forms of cohesion are 
equal— critical cohesion temperatures. In accord with the suggestion that metals 
behave as if they are composed partly of a crystalline and partly of a viscous solid, 
and that the viscous flow occurs at the higher temp., and the critical cohesion temp, 
marks the minimum limiting temp, for viscous flow, D. H. Ingall said : 

For this reason it is suggested that the straight line or lower temperature curve is tlie 
all important one to the engineer, for, at a temperature beyond it, that is, beyond the 
critical inflection temperature which limits it, a metal or alloy will only be of mechanical 
use when it is subjected to a stress which is insufficient to overcome the resistance to flow 
due to friction, etc., or a cycle Ox stresses which do not give time for flow. 

S. Dushman represented the relation between the tensile stress, S, and the 
absolute temp., J, by the exponential equation : where, by analogy 

with numerous other chemical and physical reactions, the term A can be represented 
by Q/R, where R is the gas constant 1*986 cals., and Q denotes the heat, or may be 
energy, of the reaction per gram-atom or gram-molecule at the absolute temp. 

or it may be the heat of the evaporation per gram-atom or gram-molecule 
respectively. S. Dushman and I. Langmuir also represented the relation between 
the rate of diflusion of metals into one another as a function of temp., so that if D 
denotes the diflusion constant at K., and Dq a constant, then D=DQe~^l^'^t 
where Q denotes the heat of diflusion per gram-atom or gram-molecule. When, 
say, zinc diffuses into iron, the diflusion occurs by an interchange of adjacent atoms, 
Q may be regarded as the energy required for a gram-atom of zinc to replace an 
equivalent amount of iron. 

If Q denotes tlie latent heat of evaporation, then, according to L. Boltzmann’s 
hypotheses—1. 12, 9—the amplitudes of vibration of the diflerent atoms are not 
equal, but vary from zero to infinity in accord with a definite distribution law. 
Consequently, at any given temp., there are some atoms for which the energy of 
vibration is m excess of that required to separate them completely from the space- 
lattice, and the probability of the occurrence of atoms of such a high energy content 
will govern the rate of evaporation, so that if P denotes the probability that an atom 
will evaporate at the temp. T, tlien where P—Pq when T attains 

its maximum value, i.e. when the temp, is indefinitely large. Here, P decreases as 
T decreases. Hence, continued S. Dushman, the probability that an atom in a 
grain boundary will be able to move past an adjacent atom is proportional to 
where Q denotes the energy involved in this motion per gram-atom of the metal. 
The tensile strength is a measure of this probability, and thus the variation of tensile 
strength with temp, assumes the form indicated above. R. Becker studied the 
plastic deformation of crystals from the crystallographic point of view. He 
said : 

Under the action of shearing stresses there occurs a gliding of the material on definite 
crystallographic planes, and in some cases also the direction of gliding within the surface 
is determined cr^stallogrnphically. The lowest shearing stress required to initiate the 
gliding is knovn as tlie elastic limit. . . . This limit is never measured exactly; it is 
possible only to state that load which, with tlie measuring arrangement used, is just 
sufficient to produce an observable extension. . . . We assume that on the body to be 
deformed we apply sucli a load that on the crystallographic gliding plane a shearing stress, 
IS effective which is less than the limiting stress, »S, and we consider especially a definite 
gliding plane. Jn consequence of the irregular thermal motion, the force acting along the 
gliding plane will undergo irregular oscillations about the average value, «. If now the 
limiting \alue, is exceeded lor a short time, a gliding action will suddenly be started 
during such an instant. . . . The plasticity of a crystal is thus affected by thermal oscil¬ 
lation phenomena, uliich leads to the consequence that at one instant gliding will occur 
on one jilaiio and at another instant on another plane, the occurrence of gliding on any 
particular plan© being go\'erncd by the law of probability. 

He then calculciled the rate uf plastic deformation, U, and found that it can be 
represented by U(RT, where a is a constant connected with the 
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elastic modulus, and tlie quantity a{S—sY^ represents an amount of energy equi¬ 
valent to Q in the preceding equations. J. Frenkel assumed that gliding is similar 
to that of two toothed surfaces, but R. Becker objected that if so, a stress. iS, would 
be required to produce a shearing break and not a plastic deformation. It is 
characteristic of plastic deformation that it must proceed with a definite velocity. 
W. Rosenhain stated that when mild steel undergoes plastic deformation, 10 per 
cent, of the work done is converted into heat, and the remainder does internal work 
of some kind. The subject was investigated by H. Quinney, W. S. Farren and 
6. I. Taylor, and C. H. M. Jenkins and M. L. V. Gayler. W. Braunbek has tried 
to describe the phenomena of fusion, and ionic conductivity in accord with 

L. Boltzmann’s probability theorem. 

According to P. Ludwik, the physical properties of metals, not alloys, when 
plotted against equal fractions of their absolute m.p., almost coincide - e.g. if the 
absolute m.p, of a metal be 1255'’, the metal at half this temp, has nearly the same 
tensile strength as another metal at half the absolute temp, of its own m.p. M. Plant 
said that the elastic properties of metals indicate that the force required to displace 
a particle in a solid is small for small displacements, increases linearly up to the 
limit of proportion, and then increases more slowly up to a maximum, after which, 
it falls, ultimately becoming zero when the cohesion is overcome. The area beneath 
the resulting curve gives the work of separation ; and the work of separation is 
given by the heat of sublimation. The tensile strength of solids falls below' the 
values calculated from this assumption, although the Brinell's hardness is approxi¬ 
mately proportional to the heat of sublimation except in the case of substances 
with a marked cleavage—e.^, graphite has a large heat of sublimation but is weak 
in one direction. The increase in the hardness of cold-worked metals is not explained 
on this hypothesis. 

E. Griineisen-derived an equation of state for solids, and calculated values for 
the cohesive forces between atoms—0-25x10^^ dynes per sq. cm. for iron, and 
6-02x10^1 dynes per sq. cm. for nickel. G. Tammann found that with iron, slip- 
bands appeared with a stress of 2370 kgrms. per sq. cm. when the elastic limit was 
5840 kgrms. per sq. cm. The corresponding numbers for nickel were 788 and 5570 ; 
and for lead, 25 and 102.- R. F. Mehl studied the interatomic forces of metals ; 
and G. Moressee, La resistance de^ mathiaux, resultante des forces atorniqueSy and 
from the dynamics of the rotation of the atoms, and other assumptions, calculated 
a value for the elastic limit and its variation with temp. He thus calculated the 
elastic limit of iron, at absolute zero, to be 2300 kgrms. per sq. cm.; at 15°, 1400 
kgrms. per sq. cm.; and at 1027°, 368 kgrms. per sq. cm. For steel, he calculated: 

200^^ 400 ^ 000“ b00“ 1000“ 1200“ i:ioo“ 

Elastic limit . 3160 2440 1800 1240 480 200 0 

M. Born calculated values for the cohesive strength of ionic lattices, and obtained 
values for the energy of the lattice, U per gram-molecule, of the alkali halides in 
agreement with observation. J. E. L. Jones and co-workers were also able to 
deduce values for the elastic moduli, and the surface energy. This also shows that 
an approach is being made to obtain a theory of cohesion based on atomic structure. 
M. Born, indeed, assumed that the mechanical cohesion of the space-lattice, and 
the chemical attraction of the ions arc one and the same. F. Zwicky calculated 
the theoretical rupture or tensile strength from the lattice energy t/. There is a 
marked discrepancy between the measured tensile strength, and the calculated 
cohesive force. This was discus.sed by S. Dushman. The explanations of 
G. Cook, E. Goens and E. Schmid, A. A. Griffiths, K. Hohenemser and W. Prager, 
E. Jaenichen and F. Sauerwald, T. M. Jasper, A. Joffe, H. Kotte, P. Nemenyl, 
M. Polanyi, W. Prager, H. Reissner, W. Schmidt, A. Schob, H. Tertsch, and 
J. H. C. Thompson, A. V. Stepanoff, H. Mussmann, W. Fahrenhorst and 
E. Schmidt, 0. Manfred, and W. Widder are in agreement with that of A. Smekal, 
who said : 
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The only logical conclusion to account for the difference between technical and 
theoretical rupture strength of materials is the assumption that ordinary technical materials 
are far fro^ being homogeneous, as we have always assumed, but that they have many fine, 
.microscopic and submicroscopic holes, cracks and other inhomogeneities, which decrease 
the technical strengths as compared with the molecular strength. The former is thus 
determined on the ba,sis of a microscopic stress distribution, behind which there is hidden 
a quite different sort of microscopic stress distribution wliich depends on the inhomogeneities 
present in tlie material. . . . The old experience that coarsely crystalline material possesses 
a lower (technical) strength than finely crystalline, thus receives a very obvious explanation. 
If this view is correct, the strength of any material should be considerably increased if 
care is taken to reduce to a minimum the occurrence of cracks and other inhomogeneities 
by choice of correspondingly small dimensions and careful thermal treatment of the body 
under test. In fact it lias been known for a long time, for example, that very thin wires 
are much stronger tlian tliicker wires ; in the ideal limiting case of a single chain of mole- 
< iile8, the rupture strength would become of the same magnitude as the molecular strength. 

. . . From the above remarks we must conclude that the technical strength does not repre- 
.sent, in general, a pliysical constant characteristic of a given material, whereby the practical 
significance (ot such a value) is naturally not taken into consideration. The physicist 
requires for his purpose a modification of the material which is as free from flaws as 
po.ssible and reproducible in every respect, and tliat is the single crystal. As a matter of 
fact, it 18 found that not only the rupture strength but also, as has been shown by G. von 
Hevesy, the electrolytic as well as thermal conductivities are quite different in the poly¬ 
crystalline state from those of single crystals. 

and with that of F. Zwicky, who said : 


A. Smokal thinks that actual crystals are never of an ideal geometrical structure, but 
are made up of a great many microscopic blocks leaving cracks and other imperfections 
between them. We might call such a structure a mosaic crystal, according to a term used 


by P. P. Ew'ald. A. Smekal correlated this conception with 
a great many facts such as electric conductivity, electric 
strength, photo-electric absorption, etc. Ho succeeded in 
determining the size of the elementary blocks in a half 
empirical way, and ho found that they contain in the case 
of rock-salt and in many other cases about 10,000 atoms 
each. As A. Srnekars considerations enable us to under¬ 
stand a great number of facts, it has to be concluded that 
the formation of cracks and blocks cannot be of a purely 
accidental nature. Otherwise, the surface cracks should 
occur in all kinds of different sizes on different samples. 
But then, it is impossible to understand why the technical 
breaking strength is a relatively well-detined quantity, os 
the different samples of a crystal w^ould break on applica¬ 
tion of widely varied specific stresses. 

According to A. Smekal, the rupture strength of a 
single crystal must increase with a decrease in the 
dimensions of the crystal until it approaches molecular 
strength, and that for any given material there is an 
upper limit for these dimensions. Z. Jeffries found the 
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tensile strength of a tungsten ingot of diameter 200x25 mils, to be 18,000 lbs. 
per sq. in., of a swaged rod 26 mils, diam., 215,000 lbs. per sq. in., and of a 
drawn wire 1-14 mils, diam., 590,000 lbs. per sq. in.—by extrapolation, in the 
limiting case as the diameter approaches atomic dimensions, the tensile strength 
will approximate 800,000 lbs. per sq. in. A. A. Griffiths, M. Polanyi, and A. Smekal 
showed that the rupture strength, S, is related with the surface energy, a, by 
an expression analogous with Sl>2cr, where I denotes the elongation, or grain 
diameter. The calculated value of I, about 5xl0~® cm., is about 500 times 


greater than the distance at which the attractive forces between the atoms should 


vanish. To evade the difficulty it was assumed that the rupture strength increases 
when the elongation required for rupture is less than 5 X10“^ cm. This means that 
the rupture of a single crystal is not a definite magnitude corresponding with the 
cohesive forces. With single crystals of zinc, the round wire during elongation 
becomes a flat ribbon, the width of the ribbon being slightly greater than that of 
the original wire. G. Masing and M. Polanyi represented the mechanism of the 
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Blip of single crystals of zinc by Fig. 209. The diagram on the left represents the 
basal plane; the large arrow indicates the direction of maximum shear, and the 
small arrow lying in a direction parallel to one of the prism sides gives the direction 
of slip. The elongation is accompanied by a continued strengthening of the crystal, 
due, according to M. Polanyi, to the bending of the slip planes so that the resistance 
to slip is increased. M. Polanyi suggested that this result is due to changes in the 
crystal units themselves ; whilst W. Geiss and J. A. M. van Liempt attribute the 
phenomenon to the deformation of the atoms. The subject was discussed by 
W. Rosenhain and J. McMinn. D. A. G. Bruggeman discussed the elastic anisotropy 
of iron. 

Observations show that there is an increase in the rupture strength with in¬ 
creasing fineness of grain, and there is a further increase by cold-working. 
M. Polanyi, and E. Schmid showed that the rolling or drawing of a metal does not 
destroy the crystal unit, but there is merely a re-orientation of certain planes so 
that they lie in the direction of the axis of the wire or the plane of rolling- vide 
suprUy the crystals of iron. The crevices in the lattice structure of the crystals are 
independent nf temp., and the relation between surface tension and rupture strength, 
indicated above, means that the effect of a variation of temp, in the one case will 
be attended by a similar effect in tlie other case. Surface energy decreases almost 
linearly with temp., and the tensile strength should therefore follow a similar 
relation. Surface tension increases with a decrease in grain-size, and this is also 
the case with the tensile strength. If there be no great variation with tenif). in 
the cohesional forces between atoms, the latent heat of evaporation will be a measure 
of the lattice energy, but the latent heat of evajioration decreases almost linearly 
with temp., so that the cohesive strength should similarly decrease with temp. 

There is an increase of the free energy of a metal when it is hardened by deforma¬ 
tion. Z. “Jeffries and R. S. Archer found that cold-work increased the tensile 
strength, the yield-point and the hardness, while the elongation and reduction of 
area are decreased by it. The cold-worked metal, however, immediately after 
working has a lowered elastic limit, but there is a recovery to the original value 
by ageing or by low temp, annealing. The actual treatment necessary for elastic 
recovery is dependent on the composition of the metal, and the extent of the 
deformation during the cold-working. G. von Hevesy, W. Geiss and J. A. M. van 
Liempt, and S. Dushman showed that the diffusion of one element into another is 
very much less with single crystals than it is with the rolled metal. Diffusion can 
occur only through an interchange of places among individual atoms owing to 
thermal agitation and a consequent disturbance of the lattice. In agreement with 
the failure of diffusion with single crystals, it is difficult to understand how such 
phenomena could occur in an undisturbed lattice. Diffusion is more rapid with 
fine crystalline wire than it is with coarse crystalline wire, indicating that the 
diffusion occurs along the boundaries of the crystal grains. According to R. Becker, 
lattice disturbances are the necessary condition for the subsequent interchange of 
position amongst the atoms. At a given temp., these interchanges occur the more 
frequently the more the structure is unlike that of a single crystal. In recrystalli¬ 
zation, the disturbed lattice is restored to the undisturbed state and the mechanism 
again involves an interchange of position amongst the atoms. The probability, 
P, of such an interchange is given by where Q denotes the difference 

in the potential energy of the atoms in the deformed lattice as compared with that 
in the undeformed lattice. This is in accord with the fact that the temp, of 
recrystallization is decreased by cold-working, and R. Becker also showed that 
grain-growth must similarly increase with temp. 

The observations of Z. Jeffries, and W. H. Bassett and C. H. Davis show that the 
rate of grain-growth varies with temp, as indicated by the equation 6r=6ro^"“^/^^, 
where G represents the average area of the grain. J. Czochralsky, and G. Masing 
found that the grain-size increases rajiidly with temp, at rates which indicate large 
values of Q. According to S. Dushman, the cold-working of metals also decreases 
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the rate of grain-growth. This corresponds with an increase of Q with working 
just as was observed for the case of tensile strength tests. This means that the 
resistance to the motions of the atoms in forming grains is increased by the 
mechanical working, or, expressing the same idea in other words, the probability 
that atoms in adjacent grains will readjust themselves to form a continuous lattice 
is decreased because these grains have been deformed by working. 

According to P. Ludwik, cold-working distorts the space-lattice owing to a 
movement along the gliding planes; an increase of strength is caused by the 
breaking action of the gliding planes which increases with the magnitude of the 
deformation until the crystal ultimately becomes homotropic. The detrimental 
action of alternating stresses is attributed to a reversal of the movement along the 
gliding planeS' vide supra, the crystallization of iron. 0. W. Ellis discussed the 
degree of deformation required to produce a decrease of tensile strength in the 
cold-working of metals. A. H. Leblond found that when steel bars nicked across 
opposite surfaces are tested in the tensile machine, the fracture occurs along two 
planes inclined at angles of 45° with the planes of the nicked surfaces, and meeting 
at an angle of 90°. 

The work performed when a test-piece is broken by the tensile test was dis¬ 
cussed by M. Born and 0. Stern, P. Ehrenfest, M. Ensslin, W. S. Barren and 
6.1. Taylor, K. Honda, H. Hort, K. Ljungberg, G. Wulff, and M. Yamada. R. Plank 
discussed the thermodynamics of the heating of metals which attend elastic and 
permanent deformation. A. Robertson and G. Cook studied the transition from the 
elastic to the plastic state. According to 0. Faust and G. Tammann, the elasticity 
of a metal can be increased by alternately slowly increasing the pressure beyond the 
first limit of elasticity, and then releasing it, until finally an upper limit of elasticity, 
corresponding with the limiting pressure which produces flow in the metal, is reached. 
The metal has, therefore, been hardened by slowly increasing the pressure. The 
hardening of metals is ascribed, not to formation of a harder crystalline form, or to a 
change to the amorphous condition, but to a diminution in the size of the crystallites 
of which the metal is composed, owing to the formation of systems of sliding surfaces. 
The hardening is, therefore, a preparation for flowing, the latter occurring when the 
systems of sliding surfaces have suflftciently increased. The subject was discussed 
by H. P. Hollnagel, W. Kuntze and co-wmikers, A. F. Torres, J. Vietorisz, 
J. G. Docherty and F. W. Thorne, G. Cook, A. Luiidgren, H. O’Neil and H. Green¬ 
wood, C. Benedicks- see plastic flow; and R. Plank studied the elongation, and 
the reduction of area in tensile tests ; L. Hartmann, the permanent deformation ; 
and R. H. Greaves, and E. L. Hancock, the overstrain vide supra. 

J. Rusvsner discusvsed the relations between the tensile properties, the sp. ht., 
and the electrical conductivity ; J. Hivis, the relation between tensile strength 
and electrical resistance ; 0. Leyde, F. Wiist and P. Goerens, A. Campion and 
H. W. Watts, and W. C. Unwin, the relations between structure and composition, 
and the mechanical properties ; and F. C. A. H. Lantsberry, C. W. Yearsley, and 
M. Kralupper, the mol. changes in steel under tension. H. Sieglerschmidt found 
that if E denotes the elastic modulus ; D, the density ; A, the at. wt.; and a, the 
coeff. of thermal expansion, E^CD(Aa) —w, where (J and ii denote constants. 

S. H. Rees observed that there is a slight increase in the maximum load, yield- 
point, and elastic limit of a strained, 0*85 per cent, carbon steel as a result of 
annealing at 200°, and a complete recovery on tempering at about 600°. J. R. Free¬ 
man and R. D. France found that cold-rolled electrolytic iron had the greatest 
tensile stress perpendicular to the direction of rolling, and that ductility was 
highest in the direction of rolling. J. A. van den Broek summarized his results 
as follows : (i) When mild steel is cold-worked and properly aged or tempered and 
subsequently tested in the same direction as that of the cold-working, its elastic 
limit may be raised more than 100 per cent., and from 10 to 20 per cent, beyond the 
stress at which cold-working was discontinued, (ii) When mild steel is cold-worked 
in one direction and properly aged or tempered, but tested in either one of two 
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senses of a different direction, then its elastic limit may be raised some 50 per cent, 
(iii) When mild steel is cold-worked in one direction and properly aged or tempered 
but tested in the opposite direction, then the elastic limit remains at the value of 
the original elastic limit, but the yield-point is raised, (iv) When mild steel is 
cold-worked in any direction and tested in any direction, without any ageing or 
tempering, then the elastic limit falls below the value of the original elastic limit, 
often down to zero, (v) Tempering cold-worked steel at temp, from 100° to 300° C., 
or ageing cold-worked steel, has a tendency to perfect its elastic properties. Temper¬ 
ing merely accelerates the effects of time. The subject was investigated by A. Pomp 
»and co-workers, A. Portevin and E. Pretet, H. Poellein, and E. Mayer. 

Tile orientation of the crystals by cold-work has been discussed in connection 
with tlie stiacture of the crystal lattice of iron. From the observations of 
M. Masiina and G. Sachs, R. G. Karnop and G. Sachs, \\ W. Bridgman, and 
E. Griineisen and E. Goen, T. Kaw'ai said that in a metal with crystals belonging 
to the cubic system, it may be assumed that Young's modulus is smallest in the 
(l(K))-direction, largest in the (lll)-direction, and greater than the mean of tliese 
tw^o in the (ll())-direction. A jiolycrystalline metal in which the microcrystals are 
oriented at random, is isotropic with respect to Young's modulus ; but if the metal 
be stretched or drawn, it becomes aelotropic, for a definite axis of the microscopic 
crystals takes the axial direction of the bar by rotation due to cold-working. In 
the case of iron and steel, the (llO)-axis of the crystals gradually takes the direction 
of the axis of the bar by increasing cold-work, and consequently the modulus is 
slowly increased. With copper, aluminium, and nickel, the (lll)-axis of the micro- 
crystals takes the axial direction of the bar by cold-working, and consequently the 
modulus is rapidly increased by cold-working. 

L. Aitchison and L. W. Johnson examined the effect of testing materials in the 
direction ot rolling or forging, and in other directions. The tibrons structure, 
frequently obvious in rolleil steel, can be compared w'ith the grain of WT)od,sothat 
directions which are taken longitudinally and transversely to the directions of rolling 
can be said to be taken along the grain and across the grain res]>ectively. A selection 
from the results is given in Table XXIV. All the sanqiles except that indicated 
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'1 r.ius. 

hoHK 

Tr,<iiH 

Loiifi 

1 niriM 

Lnnu 

'I’r.'ins 


'I'ran«. 

Elastic limit . 

10-4 

10*3 

20-2 

19G 

20 8 

20-8 

20-1 

18-9 

! 

2r)-5 

25-3 

Yield-point 

20-3 

20-4 

21*2 

21 5 

21-2 

21-2 

20-6 

19-3 

25-7 

25-7 

Max. stress 
Elongation (per 

38-3 

38'9 

30-4 

30'r> 

35-5 

35G 

3C0 

3G 0 

40-5 

40-2 

cent.) . 
deduction ot 

19-7 

18-2 

30-8 

290 

33-4 

22-2 

331 

28-5 

29-8 

21-2 

area (per rent.) 
Izod v^ainc (it - 

25*8 

23-G 

57*4 

48-4 

58-3 

23-8 

58-7 

43-5 

GG-9 

38*2 

Ib^.) . 

JO'7 

170 

340 

27-3 

Gl-7 

300 

710 

29-0 

59*0 

IGO 


w^ere normalized, and the tensile results are expressed in tons jier sq. in. The 
results show that the values for the elastic limit, yield-point, and maximum stress 
are almost uniform, the values for the Izod or notched-bar test are different when 
taken longitudinally and transversely, and the value for the notched-bar test taken 
longitudinally increases as forging progresses. The fatigue strengths of specimens 
taken parallel and at right angles to the grains do not show large differences, but 
the difference is in favour of the longitudinal material; thus : 
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Cast (normalized) .... 
First forging (normalized) . 

Second forging (normalized) 

Third forging (normalized). 

Second forging (hardened and tempered) 


Longitudinal Transverse 
. ±13-0 il2-6 

. rbl6-2 ±150 

. ±16*2 ±13*5 

. ±16-0 ±15-6 

. ±19*6 ±170 


T. D. Yensen found that for electrolytic iron, melted in vacuo, the limits of 
proportion were 11 kgrms. per sq. mm.; the tensile strength, 25 kgrms. per sq. cm. ; 
the elongation, 60 per cent, on a 50*8 mm. test-piece ; and the reduction of area, 85 
per cent. The effect of carbon has been the subject of numerous investigations. 
J. 0. Arnold, working with steels containing 0*03 to 0*08 per cent, of silicon ; 0*01 
to 0*10, manganese ; 0*02, phosphorus ; 0*01 to 0*03, sulphur; and 0*02 to 0*04, 
aluminium, obtained for the tensile properties, in tons per sq. in., of rolled bars, 
Rj normalized by heating to 10(X)° and cooling in air ; and of bars annealed for 72 hrs. 
at ICCO , A, and cooled in the luted muffle for 100 hrs. with 


Carbon 

0 os 

0-21 

0-38 

0-59 

0-89 

1-20 

1*47 per cent. 

Elastic limit J 

12-19 

17-08 

17*95 

19-82 

24-80 

35-72 

32*27 

8-82 

9-02 

9-55 

11-36 

16-81 

1619 

10-08 

Max. strength 1 ^ 

21-39 

25-39 

29-94 

42-82 

52-40 

61-65 

55-71 

^ [A . 

18-34 

21-25 

25*02 

31-87 

36-69 

32-87 

22*33 

Elongation 

46-6 

52-7 

42 1 
42-3 

34*5 

35-0 

19-9 

22-0 

13-0 

4-5 

8-0 

6-0 

2-8 i)or cent. 
19-0 

Reduction areaj ^ ‘ 

74-8 

67-8 

56-3 

22-7 

15-4 

7-8 

3-3 


76-7 

65-7 

50-6 

23-3 

4-2 

4-9 

17-7 


The annealed steels with 1*20 and 1*47 per cent, of carbon included respectively 
0*28 and 1*14 per cent, of graphitic carbon. C. R. Jones and C. W. Waggoner found 
the stress deformation shown in Fig. 210; and the mechanical tests, expressed 
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in lbs. per sq. in., for steels with 0*14 to 0*17 per cent, of manganese; 0*15 to 0*19. 
silicon ; 0*010 to 0*013, phosphorus ; and 0*012 to 0*014, sulphur, as well as for 
iron with 0*058, carbon ; 0*071, manganese ; 0*008, silicon ; and a trace of phos¬ 
phorus, when they were annealed for 2 hrs. at lOOO"", and cooled in the furnace, are : 


Carbon 

0058 

0-6 

0-74 

0-89 

0-98 

1-18 

1-26 

1-37 per cent. 

Max. strength . 

45,800 

76,500 

81,250 

95,250 

94,600 

90,400 

84,100 

89,000 

Hreaking load . 

22,800 

72,750 

79,600 

93,100 

94,600 

90,400 

84,100 

89,000 

Elastic limit 

26,000 

28,500 

28,500 

32,000 

27,500 

25,500 

23,500 

23,500 

Jiilongatiou 

28-0 

20-0 

14*0 

13-6 

8-0 

3-0 

2-5 

broke per cent. 

ff i> 

Reduction area 

76-7 

29-5 

18-2 

12-6 

11 3 

5-96 

2-38 
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F. W. Harbord gave for steels, with about 0*02 per cent, of sulphur; 0-02, phos¬ 
phorus ; 0*020 to 0*98, silicon; and 0*160 to 0*217, manganese, annealed for 30 mins, 
at 900®, in lbs. per sq. in.: 

Carbon . . 0 130 0 180 0-254 0*468 0*722 0-871 0-947 1-36 per c*eiii. 

;\Iax. sti-ength . 48,100 62,350 66,000 72,700 96,780 112,900 114,7(K) 99,769 

Elastic limit . 29,100 36,600 38,300 40,400 _ — — 

Elongation . 45-0 33-5 32-5 28-0 16-6 11-2 10-0 5-5 per cent. 

Reduction area 71-16 60-24 64*84 46-26 26-86 16*84 15-42 5-58 

H. H. Campbell gave for steels with 0*013 to 0*019 per cent, sulphur ; 0-14 to 0*29, 
phosphcru^; 0*012 to 0*013, silicon; 0*068 to 0*20, manganese, licated to 950° 
except in the last case where the heating was 1050°, and cooled in the furnace, in 
lbs. per sq. in. : 


Carbon 

0-42 

0-70 

1-04 

1-61 

1-72 per cent. 

Max. strenptii . 

. 64,420 

90,500 

111,500 

96,350 

95,000 

Elastic limit 

. 41,800 

39,700 

46,800 

48,500 

45,200 

Elongation . 

. J9-4 

16-5 

10-5 

7-5 

7-5 per cent. 

lleduction area . 

. 44-5 

20-5 

10-9 

6-8 

6-3 „ 


J. Bauschinger’s results are indicated in Table XXIV, and Fig. 210. T. Ishigaki 
also found the maximum stress, in kgrms. per sq. cm., increased with the proportion 
of carbon up to 0*9 per cent., and thereafter decreased ; thus: 

Carbon . . 0 0-1 0-3 0-6 0-7 0-9 1-1 1-3 f>er cent. 

Max. stress . 3380 3700 5200 6750 7550 8800 8200 7860 

H, Wedding gave, in tons per sq. in.: 

Carbon . . 0-20 0-30 0-40 0-50 0-60 0-70 0-80 0-90 1-0 ])er cent. 

Tensile strength . 26*2 30-0 35 0 37-1 39-6 60-8 58-0 61-2 65-4 

Elongation . . 26-2 19-4 19-0 18-1 16-3 8-3 5-7 7-5 6-0 per cent. 

Reduction of area 62-0 52-2 55-0 34-7 34-2 9-9 3-8 12-3 12 2 


K. Johansson gave for the percentage elongation, E, and tiie tensile strength, T : 


Carbon . 

. 0-06 

to 

0-10 

0-10 

to 
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0-15 
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0-22 
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0-38 
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.35-5 

to 
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,38-7 

to 
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18 

to 
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to 

20 
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to 

18 
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to 

0-55 

0-55 

to 

0 (>U 

0-()0 

to 

0-68 

E . 

. 47-0 

to 

50-8 

50-8 

to 

5 1 6 

54 () 

to 

57-1 

T . 

12 

to 

15 

10 

to 

12 

8 

to 

10 


0-22 to 0-28 p(T cent. 
29-8 to .32-4 
20 to 22 

0- 4.7 lc> 0-.70 jxT eent. 
4.3-2 to 47-0 
1 4 to It) 

0-68 to 0-7.7 per cent. 
57-1 to 63-5 
5 to 10 


According to E. J. Bang, the effect of increasing the proportion of carbon is to 
increase the elastic limit and ultimate tensile strength of .steels ; with very high 
carbon steels, the elastic limit is indefinite because, under load, the elastic limit is 
continuously being reached, and the small amount of cold-work thus done on the 
bar forms a new elastic limit. As a result, the stress-strain curve, though continuous, 
is not a straight line. The subject was discussed by E. If. W. Tafel, J. Dessent' 
J. 0. Arnold, C. Jl. Jones and C. W. Waggoner, and W. A. Scoble. M. Moser said 
that during elongation in the tensile test, steel does not flow uniformly, but in zones. 
Each zone stretches at first until a certain degree of hardness is attained and then 
remains nearly stationary with the hardness'unaltered until another zone elongates. 
Only when all the zones in the test-piece have been elongated docs a furtlier uniform 
increase in hardness set in over the whole elongated part. E. Schiiz, etc., studied 
the relation between the tensile strength and hardness (q.v.), and they found that 
the tensile strength in general increased with the proportion of combined carbon ; 
and M. Hamasumi, that the tensile strength increased with the rate of cooling! 
A. Pomp and A. Liudenberg studied the effect of nitrogenization. For the cm- 
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brittling efiects of occluded hydrogen, vide infta^ corrosion. J. V. MftcCrae und 
R. L. Dowdell studied the effect of deoxidation on the tensile strength of cast steel. 

C. R. Jones and C. W. Waggoner added that all the curves for maximum strength 
or tenacity have the general form predicted by H. M. Howe from a consideration 
of the microscopic constituents. His curves show a maximum at or near the 
euteotoid ratio for the iron-carbon diagram. B. Stoughton has suggested that the 
intimate mixture of the crystalline constituents when the steel is near the eutectoid 
ratio has the effect of increasing the molecular attraction between the crystals, 
thus raising the maximum stren^h of the material; for below the eutectoid the 
pearlite is surrounded by a network of soft ferrite, while above it is surrounded by a 
network of feeinentite, both of these networks having a weakening effect upon the 
attraction between the molecules of the crystals. Although the experimental 
maximum seems to occur at a lower pfreentage of carbon than predicted by 
H. M. Howe, the curves show a strong confirmation of the theories of H. M. Howe, 
and B. Stoughton. The results indicate that pure iron should have a tensile strength 
of about 40,000 lbs. per sq. in., and that the tensile strength of the series of annealed 
crucible steels tested increased about 630 lbs. for each 0*01 per cent, of carbon up 
to 0-89 per cent., after whicli the strength gradually decreased. The elastic-limit- 
carbon curves seem to follow the same general law as the maximum strength-carbon 
curve, the maxima for the curves plotted occurring at the same percentages of carbon. 
The variation of the stresses at the elastic limit, however, is much less marked 
than the variation of the maximum strengths, and in other tests that the writers 
investigated the results were either irregular or showed more than one critical 
point. The curves for total elongation or ductility, and reduction of area are 
similar ; and indicate that there is a critical point in each corresponding to the 
percentage of carbon which gives maximum strength. This critical point may 
represent a minimum value or a marked change in the direction of the curve. 
E. L. Dupuy s results for the percentage reduction of area with the temp, and 
percentage of carbon as variables, are summarized in Fig. 211. E. Greulich repre- 



Fig. 211.—The Percentage of Area at Fig. 212.—Constitution and Tensile 

Different Temperatures and witli Dif- Strength of Cast Iron, 

ferent Proportions of Carbon. 


sented the relation between the reduction of area, Brinell's hardness, elongatibn, 
or tensile strength, ?/, by y—a+^ log <f>j where a and b are constants. 

According to P. Bardenheuer, and G. Neumann, the form and degree of fineness 
of the separated graphite are the dominant factors in determining the tensile 
strength, bending strength, and resistance to shock of grey cast iron as cast, as 
annealed at 850°, as quenched in oil, and as ([uenched and then annealed at 
600° to 650°. The nature of the ground mass influences the hardness, but the 
highest tensile strength is obtained with the minimum amount of graphite provided 
it is evenly distributed throughout the metal in fine flakes. F. B. Coyle studied 
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the tensile strength of cast iron, and found that the results can be represented by 
diagram, Fig. 212, where the dotted lines refer to E. Maurer’s diagram of the 
constitution of cast iron —vide supra^ Fig. 58. The numbers in the diagram are 
intended to represent the tensile strengths of cast irons, expressed in lbs. per sq. in., 
and whose compositions fall in the regions concerned. Analogous diagrams were 
prepared for cast irons with 2 per cent, of nickel, and with 0*50 to 0*75 per cent, 
of chromium, and with combinations up to 0*25 to 1*25 per cent, of nickel and 0*25 
to 0*75 per cent, of chromium. 

W. R. Webster examined a great number of steels in the attempt to find a relation 
between the strength of steel and its chemical composition ; and the subject was 
also taken up by H. H. Campbell, who gave the following formulae: Let C denote 
0*01 per cent, of carbon; P, 0*01 per cent, of phosphorus; Mn, 0*01 per cent, of 
manganese*; and i?, a variable to denote the heat-treatment, then, the ultimate 
stress in lbs. per sq. in., for acid steel where the carbon is determined by combustion, 


Ta3le XXV. —^Manganese. 
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is 40,000+1000C+1000P+ccMn+-R ; and when the carbon is determined by colour, 
39,800+1l^OC+lOOOP+xMn-f/?. While for basic steel, where the carbon is 
determined by combustion, the ultimate stress is 41,600+7700+lOOOP+^Mn+i?, 
and where the carbon is determined by colour, 42,000+8200+1000P+^Mn+i’^- 
Table XXV gives the coeff, x for acid steels with over 0*4 per cent. Mn, and 
Table XXVI, the coeff. y for basic steels with over 0*3 per cent. Mn. Any formula 


Table XXVI. —Manganese. 
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per cent 

0 35 

per cent. 

0 40 

per cent. 

0 45 

I)er cent. 

0 50 

per cent. 

0 

per cent 

0 60 

per cent. 

0-05 
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1100 
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2200 
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3300 

0*10 

650 
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3250 

3900 

015 
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2250 

3000 
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4500 

0-20 

850 

1700 

2550 

3400 

4250 

5100 

0*25 

950 
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2850 

3800 

4750 

5700 

0-30 
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6300 

0-35 
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2300 
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0*40 
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3750 
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expressing the relation between the strength of steel and its chemical composition 
can have only a limited application because of the influence of other variable con¬ 
ditioning factors ; it is therefore assumed that the conditions of manufacture are 
similar to those which were employed for the standards from which the formulae 
were deduced. Observations on the subject were made by J. Bauschinger, 
A. C. Cunningham, E. Demange, V. Deshayes, H. M. Howe, J. E. Hurst, J. B. John- 
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son, H. von Jiiptner, A. Kroitzch, H. K. Landis, F. C. Lea, 4-^Ledebur, W. N. Lipin, 
M. Merriman, W. Minty, H. O’Neil, B. Osann, P. Osmond, E. Rasch, P. 6. Salom, 
J. K. Smith, R. H. Thurston, H. Wedding, and J. Weyrauch. C. D. Mathews found 
the tensile strength of grey cast iron with 1*5, 2*0, and 2*5 per cent, of silicon to be 
respectively 25,600, 24,370, and 24,660 lbs. per sq. in. J. E. Hurst discussed the 
attempts made to show the relation between the composition and properties of cast 
iron by formulse and diagrams. 

R. A. Fessenden, G. Wertheim, W. Sutherland, and H. Tomlinson observed a 
relation between the tensile properties of the metals and their at. vol., and 
W. Roberts-Austen showed that except in cases where chemical combination 
occurs, the introduction of atoms of elements with a small at. vol. raises the tensile 
strength of a metal. R. A. Fessenden’s relation is Tensile strength=0*5280r„j'y“"^^3, 
where denotes the m.p. of the metal on the absolute scale, and v the at. vol.— 
vide 1. 13, 17. 

J. 0. Arnold and A. McWilliam represented the effect of the constitution of 
steel, on the tensile properties, by diagrams analogous to those of Fig. 213. The 
first stage, I, Fig. 213, contains sorbitic pearlite associated with emulsified cementite, 
and it is very dark on etching ; the maximum tensile strength is about 70 tons per 
sq. in., and the elongation on 2 ins. is about 10 per cent. The second stage, II, 
Fig. 213, contains pearlite with semi-segregated cementite, and it is dark on etching; 



Fio. 213.—Stages in the Formation and Disruption of Pearlite. 

the maximum tensile strength is about 55 tons per sq. in., and the elongation on 2 ins. 
is about 15 per cent. The third stage contains laminated nearlite with completely 
segregated cementite, and it exhibits a gorgeous play of colours when lightly 
etched ; the maximum tensile strength is about 35 tons per sq. in., and the elonga¬ 
tion on 2 ins. is about 5 per cent. The fourth stage has laminated pearlite passing 
into massive cementite and ferrite; the maximum tensile strength is about 30 tons 
per sq, in. The different stages may sometimes be observed in juxtaposition on 
one piece. R. Hugues, H.' Meyer and W. Wesseling, and S. S. Steinberg discussed 
the effect of heat-treatment on the mechanical properties. 

0. Bauer and W. Schneider said that the breaking stress of electrolytic iron is 
not affected by quenching from 650"^ to 1258° in iced water. H. Hanemann measured 
the tensile strength, in kgrms. per sq. mm., of some hypereutectoidal steels quenched 
from different temp., and obtained the results indicated in Table XXVII. The 

Table XXVII.— The Effect of Quenching Temperatube on the Tensile 
Strength of Hypereutectoidal Steels. 
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results show that for each steel there is a quenching temp, which gives the 
strongest metal; this temperature rises with the carbon-content, but when it 
is exceeded, the strength of the metal is impaired. The greatest stren^h was 
obtained by quenching in a lead-zinc bath at 300°. Tempering at 350° yielded a 
steel with a maximum tensile strength, and this agrees with E. Heyn and 0. Bauer s 
observation that a steel heated to 9()0° and quenched at 14° to 18°, gives a maximum 
solubility when tempered at 900°. It is therefore suggested that the osmondite 
structure gives the maximum tensile strength. A. Jung concluded from his obser¬ 
vations on the influence of heat-treatment on the tenacity and microstructure of 
hypereutectoidal steels : (i) The temp, to be employed in hardening hypereutectoid 
steels are restricted to a definite range, which is lower and narrower the smaller the 
carbon content, (ii) The ultimate strength increases to a maximum for a given 
carbon content as the temp, of quenching falls, (iii) For equal quenching temp., 
the ultimate strength increases with the carbon content, (iv) The same quenching 
temp, should be used for different media, (v) The greatest strength is attained by 
quenching in water and then tempering at 350°. (vi) By quenching in water and 
tempering, a comparatively brittle material, with high tenacity, is obtained ; 
while by quenching in a medium at the same temp, as that employed for tempering, 
a lower tenacity and greater toughness is obtained, (vii) Different forms of heat- 
treatment cannot be made to produce identical results ; identity of results can be 
obtained only for any one property of steel, (viii) The mechanical properties 
depend on the state of the carbon and also on the structure of the metal, (ix) A 
martensitic structure gives the greatest hardness, a troosto-sorbitic structure gives 
the greatest tenacity, while a pearlitic structure gives the great elongation, (x) It 
was not possible to detect any consistent influence of the carbon content on the 
mechanical properties of the specimens under the conditions employed. The 
subject was discussed by L. Faure, M. Kuroda, and A. Pomp and A. Lindenberg. 

H. Hanemann and R. Kiihnel studied the hypoeutectoidal steels, hardened by 
quenching at 950°, and then tempered 2 hrs. in water at 100°; 1 hr. in rape oil at 
200° ; 40 mins, in a bath of sodium and potassium nitrates at 300°, 400°, and 500°. 
The results are summarized in Table XXVIII. The tensile strength is expressed 

Table XXVIIT.- The Effect of Quenching and Subsequent Tempkrin<} on 

HYPOKUTECTOIDAL StEELS. 
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155-6 

143-6 

6-0 

7 1 

27-5 

21-7 

134-4 

134-2 

8- 5 

9- 8 

36-4 

24-3 

111-2 

111-6 

10-0 

10-0 

48-2 

36-0 

050 

Water 
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0-0 
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0-0 

0-0 
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j 
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15-4 
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in kgrms. per sq. mm. For the 0-34 per cent, carbon steel annealed at 500° after 
quenching in water, the numbers were respectively 79-9, 15*0, and 51-0, and after 
quenching in water, 80-1, 15-0, and 51*0; for the 0’65 per cent, carbon steel 
quenched in oil, 84*7, 10*0, and 51*0; and quenched in oil, 84*7, 9-5, and 51-0. 
G. Welter found that the mechanical properties vary 10 per cent, by cooling 
under different conditions. 

The highest, lowest, and average tensile strength of cast iron given were respec- 
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tively 9*08, 5*09, 7*19 tons per sq. in.; by E. Hodgkinson and W. Fairbairn, 10*5, 
4*9, and 6*83 tons per sq. in.; by W. Wade, 20*5, 4*2, and 9*1 tons per sq. in.; by 
T. Turner, 15*7, 4*75, and 10*22 tons per sq, in.; by W. C. Unwin, 17*3, 14*9, and 
15*7 tons per sq. in. ; and by E. Adamson, 13*74, 15*62, and 14*8 tons per sq. in. 
E. Adamson’s results show that with total carbon 3*56 to 3*57; graphitic carbon, 
2*98 to 3*04 ; combined carbon, 0*54 to 0*59; silicon, 1*46 to 2*00; sulphur, 0*072 to 
0*11 ; phosphorus 0*59 to 1*20; and manganese 0*65 to 0*90, considerable variations 
in the phosphorus, silicon, and manganese makes very little difference to the results. 
The elastic limit varies with the proportion of combined carbon ; if all the carbon 
is in the combined state, the range of pro})ortionaIity extends up to the point of 
fracture even when a pearlitic matrix is present. If the iron contains a small matrix 
of ferrite when the carbon is wholly graphitic, there is so low an elastic limit that 
some- e.g. I. N. Hollis- say that the material has no well-defined modulus of 
elasticity, or elastic limit. The yield-point of commercial cast iron also coincides 
with rupture, so that the elongation and reduction of area are negligibly small. 
G. A. Akerlind gave 40,000 to 50,000 lbs. per sq. in. for the tensile strength of 
malleable cast iron and 1 to 6 per cent, for the elongation, and 0*75 to 3*0 per cent, 
for the reduction of area. Hence, cast iron is about half as strong as the malleable. 
Observations on the elastic properties of cast iron were made by F. B. Coyle, 
J. T. Mackenzie, A. Thum and H. Ude, W. R. Needham, J. B. Kommers, 
E. J. Lowry, J. E. Hurst, K, Emmel, B. Osann, and 0. Smalley. C. Fremont said 
that the elastic limit of cast irons is from one-fifth to three-fifths of that of steel; 
and the elastic limit occurred with 0*45 to 0*80 per cent, of the ultimate load. 
According to A. Thum and H. Ude some of the modern cast irons have a tensile 
strength of 30 kgrms. j)er sq. mm. where 18 to 20 kgrms. per sq. mm. was formerly 
thought to be very good. H. A. Schwartz discussed the tensile strength of malleable 
cast iron. W. C. Unwin gave 19*8 tons per sq. in. for the highest and 12*8 tons per 
sq. in. for the lowest tensile strength of malleable cast iron. W. H. Hatfield gave 
for the maximum stress of European or Reaumur's malleable cast iron 19*78 to 
27*07 tons per sq. in., 3*5 to 6*0 per cent, elongation in 2 ins.; and 3*5 to 6*0 per cent, 
reduction in area ; and for the American, or blackheart, malleable cast iron, 19*41 
to 22*85 tons per sq. in. for the maximum stress, 10*0 to 14*0 per cent, elongation 
in 3 ins., and 7*7 to 17-5 per cent, reduction in area. H. Hanemann found that 
with graphite present as coarse grains, the tensile strength of cast iron was 10 to 
14 kgrms. per sq. mm., and with the graphite in fine grains, 20 to 24 kgriiis. ])er sq. 
mm. Many observations have been made on the influence of the separation of 
graphite on the mechaiucal properties of cast iron- e.g. by A. G. Ashcroft, P. Barden- 
heuer and K. L. Zeyen, (). Bauer, J. W. Bolton, K. Emmel, C. Gilles, ('. Henning, 
E. Jiingst, P. Kleiber, T. Klingenstein, A. E. Macrae, E. Maurer, A. E. Outer- 
bridge, E. Piwowarsky, H. Rolle, P. A. Russell, J. Seigle, K. Sipp, A. E. M. Smith, 
R. Stotz, A. Thum and H. Ude, 0. Wedemeyer, T. D. West, F. Wiist and co-workers, 
and A. Zenges —vide supra, graphitization. A. Thum and H. Ude suggested that 
structurally cast iron can be regarded as a “ notched steel ” because the carbon 
flakes produce minute notches and so lower the mechanical properties of the metal. 

P. Goerens observed the effect of tempering and annealing on cold-worked iron 
with 0*080 per cent, of carbon ; 0*39, Mn ; 0*008, Si; 0*056, S ; and 0*059, P. 
The results are summarized in Fig. 214, Tempering at lOO'^ gives a perceptible 
result, and near 520° there is an abrupt change from about 45 kgrms. per sq. mm. 
to 40 kgrms. per sq. mm. at 600°, which is about the normal value. The elongation 
and reduction of area behave in a corresponding way. Observations were made 
by P. F. Lee and co-workers, H. E. Publow and co-workers, and F. G. Sefing 
and M. Surls. The effect of the duration of the annealing is summarized in 
Fig. 215. J. Orland studied the influence of pearlization below the Arj-arrest on 
the mechanical properties. P. Ludwik found for cast iron annealed at 900°, and 
cast steel annealed at 700°, and tested at the following temp.-- the ultimate 
strength is expressed in kgrms. ])er sq. mm.: 
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F. C. Lea and 0. H. Crowther observed a maximum in ihe tensile strength, 
and yield-point of iron at 300°; and F. C. Lea observed a maximum in the tensile 
strength of armco iron at about 230^ a minimum in the elongation at about 100 °, 
and a maximum at 350°. The elastic limit in tension had a minimum at 230°. 
H. J. Tapsell and W. J. Clenshaw obtained simi jT results. E. L. Dupuy found a 
maximum in the tensile strength and a minimum in the reduction of area at 250° 
in a 0*15 per cent, carbon steel rising to 330° in a 0-91 and 12-5 per cent, carbon 
steel, in which two the minimum in the reduction area was not perceptible. 
F. A. Epps and E. 0. Jones observed a minimum in the elongation of wrought iron 
between 100° and 150° ; and A. Saiiveur and D. C. Lee, a minimum m the strength 



Fio. 214. —Effect of Temperature Fig. 215. —Effect of Temperature 

of Annealm^r on the Tensile Pro- and Time of Annealing on the 

perties of Cold-drawn Wire. Tensile Properties of Cold-drawn 

Wire. 

of steel. A. Goffey and F. C. Thompson observed changes at 70°, 120°, 170°, 230°, 
290°, 310°, and 350°, and with steels, in addition, and at 90°, 190°. The meaning 
of the singularities is unknown ^—vide sujpra. 

W. Eilender found that the changes produced by the ageing of quenched 
steel, containing 0-032 per cent, of nitrogen, are very remarkable. Thus, the 
tensile strengths after quenching from 680°, and after ageing for 14 days at 
20°, were, respectively, 39-1 and 44*8 kgrms. per sq. mm., whilst the corresponding 
elongations were 33-0 and 2-7 per cent., and the reductions of area 61-0 and 2-5 
per cent. 

In 1863, K. Styffe found that the strength of iron and steel is not diminished by 
cooling to —40° ; and C. Pardun and E. Vierhaus observed no loss in the mechanical 
properties of cast iron occurred by cooling it to low temp., but a change occurred 
when the temp, dropped to —80°. The cause of the alleged brittleness of cast iron 
i^ winter is due to shrinkage stresses, or, in the case of pipe systems, to the action 
of the frozen earth in which they are embedded. In 1886, T. Andrews investigated 
the effect of cooling down to —45°, on the strength of railway axles, and found the 
metal was more brittle at these low temp. F. Steiner also observed what he called 
crystalline^ brittlenes,s ’ at —50°. M. Kudeloff found that the cooling of weld 
iron to —20° did not markedly affect its toughness, but ingot metal became brittle ; 
cooling to - 80° caused both these metals to become brittle. C'ruciblc steel became 
very brittle at 80 , but at —20° was not much affected. Basic bcssenier steel 
^\as more affected by cooling than open-hearth steel. The bending capacity was 
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reduced from 1(X) to 85 in the latter case, and from 100 to 81 in the former case. 
J. Dewar showed that at —280"^, iron has double the tensile strength it possessed 
at 15°. A soft steel wire of 0*098 in. diameter at 15° broke with a stress of 420 lbs., 
and at —182°, with 700 lbs. ; while an iron wire broke at 15° with 320 lbs., and at 
—182°, with 670 lbs. Observations were also made by C. Schafer, F. Sauerwald 
and K. A. Pohle, W. H. Johnson, T. Matsuda, and J. R. Benton. R. A. Hadfield 
found that low temp, in the vicinity of —182° increased the tenacity or breaking 
load of iron and iron alloys ; the ductility as measured by the elongation is reduced 
from 30 to 40 per cent, with mild steel, to practically nil. The same changes occur 
with the softest wrought iron, as with steels with 0*10 to 1*50 per cent, of carbon, 
so that the preKsence or absence of carbon has very little influence. Pieces of mild 
steel immediately after immersion, break instantly when struck with a hammer, 
and there is an entire absence of ductility. Thus, a sample of steel with 0*045 per 
cent, carbon ; 0*07, silicon ; 0*(K)5, sulphur ; 0*004, phos])horus ; a trace of man¬ 
ganese ; and iron, gave : 

Is' -s(r - Kxr 

Tenacity . . 20 27 20 44 (70) tons per sq. ui. 

A similar, sample with 21 tons per sq. in. tenacity and 25 per cent, elongation gave 
at —182° a tenacity of 54 tons per sq. in., and elongation nil. The presence of 
nickel was found to counteract the tendency of iron to become brittle at these low 
temp. R. A. Hadfield also observed that with Swedish iron having 0*045 per cent, 
of carbon, the tensile strength in tons per sq. in. and the percentage reduction of 
areii were for the annealed metal respectively 44*0 and 0*0 at —185°, and 18*5 and 
75*0 at 18° ; whilst for the quenched metal, these values were respectively 54*0 
and 0*0 at —185°, and 20*5 and 72*0 at 18°. 0. Reinhold gave for the tensile 

strength in kgrms. per sq. mm., and for the percentage reduction of area, of soft 


iron with 0*04 

])er cent. 

of (‘arbon : 
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The question has been raised whether iron which lias been exposed to a low temp, 
is afterwards more brittle than before the exposure. A. von Frank said that there 
is no evidence of any change in metal which has been exposed to the temp, of a 
European winter in inoiiutainous districts, —22° to —25° ; or to an Arctic wunter. 
E. Bernardon found that the test-pieces exposed to great cold showed no marked 
difference when tested at ordinary temp. F. Steiner, and H. Gollner observed 
no apparent alteration in the bending tests of wrought iron, annealed cast iron 
and steel which had been cooled to —50°, and then returned to the original temp, 
of the room ; and G. Mehrtens, no permanent deterioration in the metal of a 
prolonged exposure at about —88°. 

Tlie term shortness is often used synonymously with brittleness — c.(j. in the ceramic 
industries a short clay is one with a low plasticity and in consequence with a tendency to 
rupture ; and in the metallurgical industries the term is applied to a metal with a tendency 
to rupture under shock or stress, particularly when the stress is suddenly applied, and when 
the metal breaks without much elongation or reduction of area. Shortness is the opposite 
to toughness (not liardness). If the metal is brittle when hot, it is said to exhibit red-sbort- 
neis or hot-shortness ; wlien cold, cold-shortness ; and when at a blue temper heat, about 
300°, blue-shortness. Tlie evolution of these apparently simple terms is curious. In an 
early translation of Pliny’s Historia naturalise by P. Holland, in 1610, the tem\ colsar is 
used for cold-shortness ; in 1637, P. Vematt and T. Whitmore spoke of colshire or coleshire 
iron ; in 1665, D. Dudley called it colcishare iron; in 1677, A. Yarranton used tlie term 
coldsfiore ; and “ red-short ” and “ cold-short ’* occur in a tract. Beware of Bubble8^ by 
«I. Moxon, dealing with W. Wood’s patent for the manufacture of iron, and published about 
1828. For red-hardness, vide infra, tungsten-steels. L. Aitcliison discussed the difficulties 
which attend the formulation of a definition of brittleness. 
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F. Sauerwald and co-workers said tliat the brittleness of a-iron at the temp, of 
liquid dir, — 155°, is a consequence of the tendency of the crystal to split along the 
crystal planes. With a system of two crystalline phases, the limit for brittleness 
can be raised from —155° to —98° to —90°. The brittleness— cold-shortness— 
which develops in some alloy steels was attributed by H. Hiittenhain to the separa¬ 
tion of graphite consequent on the metastable iron: iron carbide system being 
resolved into the stable iron : carbon system— vide the action of sulphur on iron. 
H. H. Lester investigated the brittle range of some chromium-nickel steels. 

A peculiar brittleness is exhibited by iron between 200° and 400°, so that defor¬ 
mation, such as bending, within this range of temp, causes the metal to become 
more brittle after cooling to room temp, than would occur with a similar amount 
of deformation at room temp. The temper colour of iron in this range of temp, 
is bluish, so that the range of temp, is called hlm-heat, and the brittleness, blue-brittle- 
vess or blue-shortness. Early reports on the ultimate strength of iron when heated 
showed that a maximum strength was obtained at about 260°, and from there up 
to over 500° the strength gradually decreased. In 1828, J. L. Fremery and P. St. Brice 
observed that a specimen of wrought iron, with a tensile strength of 43*4 kgrms. per 
sq. mm., at ordinary temp, had a strength of only 7*8 kgrms. per sq. mm. at a red- 
heat. K. StyfFe found no change occurs in the tenacity of steel when heated up 
to 200°, but with soft iron there is an increase in strength between 100° and 205°. 
J. Kollmann observed that wrougl t iron maintains its strength up to 93° and then 
gradually weakens, the weakening goes on rapidly after 400°; while Bessemer 
steel behaves in the same way except that the temp, at which the changes occur 
are higher— there is a constant strength up to 205° and a gradual decrease then begins, 
and it becomes greater above 500°. J. E. Howard found that the strength of steel 
decreases to a point between 93° and 150° when it increases until 260°; after that 
the metal gradually weakens. The maximum strength with a harder steel occurs 
at a lower temp. The results with cast iron were almost constant up to about 480° 
when, at about 820°, the value is about half that of steels. The reduction of area 
decreased with temp, up to the point of maximum strength after which it increased ; 
the elongation was greatest at ordinary temp. M. RudelofF observed that heating 
the metal to 250° has the same deleterious efEect on the subsequent mechanical 
treatment of weld iron as it has on ingot iron ; as the temp, exceeds 300°, both 
weld iron and ingot iron steadily decrease in strength ; with weld iron, the elongation 
on fracture increased proportionally, but with open-hearth steel it reached a maxi¬ 
mum at 350°. Hence, 300° is the limit below which the temp, must not fall when 
weld iron is subject to mechanical treatment, and for open-hearth steel, the temp, 
differs from this only slightly. Up to 250°, both open-hearth steel and weld iron 
steadily increased in strength, while the elongation diminished rapidly. The safety 
of the metal in use is not endangered up to 250°. The modulus of elasticity of open- 
hearth steel increased as the temp, was raised up to 250°. W. Fairbairn, G. Pisati 
and G. Saporito-Ricca, H. C. H. Carpenter, M. Leblant, M. Rudeloff, C. Bach, and 
G. Charpy all place the maximum resistance to tensile fracture at about 250° ; and 
R. H. Thurston, W. Fairbairn, W. G. Kirkaldy, and E. Adamson, between 250° and 
300°. J. H. Andrew and H. A. Dickie, and K. Honda and R. Yamada attributed 
temper-brittleness to the separation of carbides along the grain boundaries during 
slow cooling. According to M. A. Grossman, the brittle range in steels with a low 
percentage of alloying element is due to a small proportion of retained austenite 
when the steel is quenched. The retained austenite is broken up more or less 
completely at a certain temp, and the resulting brittle, submicroscopic particles 
of a-iron, interspersed throughout the mass, make the specimen brittle. 

The effect of temp, on the mechanical properties was also measured by K. G. Batson, 
G. R. Bolsover, G. K. Brophy, G. Charpy, H. le Chatelier, C. L. Clark and A. E. White, 
E. W. Fell, 1. Fetchenko-Tchopivsky, F. Fettweis, J. R. Freeman and G. W. Quick, C. de 
hremmville, H. J. French, R. H. Greaves and J. A, Jones, L. Grenet, L. Guillet and 
M. Bailey, T. Inokuty, P. L. Irwin, Z. Jeffries, Z. Jeffries and R. S. Archer, J. J. Kanter 
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and L. W. Spring, F. KOrber and co-workers, F. K()rber and A. Dreyer, F. K6rber and 
A. Pomp, A. Kiihle, A. Kurzwemhart, P. Ludwik, H. Lupfert, L. H. Marshall, E. Maurer 
and R. Mailander, F. Pester, A. Portevin, E. Preiiss, G. C. Priester and O. E. Harder, 
F. Sauerwald and co-workers, I*. Schfinmaker, H. Schottky, K. Schichtel and R. Stolje, 
H. Scott and H. G. Movius, L. W. Spring, G. Wazau, and L. R. van Wert, R. Willows 
and F, C. Thompson, etc. 

K. H. Thurston, W. Fairbairn, W. G. Kirkaldy, and E. Adamson observed a 
decrease in the elongation and an increase in brittleness between 250'’ and 300° ; 
H. C. H. Carpenter, a minimum elongation at about 130° ; and A. Martens, and 
M. Rudelofi a minimum resistance to tensile stress at 50°. The elongation and 
reduction of area rise from 300° or 400° upwards; and the minimum elongation 
occurs at about 150°, a temp, rather lower than the resistance to stress. The 
decreased elongation and the increased resist^ance to fracture as the temp, rises, 
explains the brittleness at a blue-heat, studied in 1877 by F. Valton. C. Bach, 
and M. Rudelofi found that with 0*16 to 0*20 per cent, carbon steels, the elongation 
previous to fracture reaches a minimum at 200°, but no definite relation was observed 
between composition and the variation in the resistance to fracture at different 
temp. The metals which behaved best when heated had the greatest tenacity and 
elongation before fracture. M. Leblant found that the maximum at 250°, and the 
minimum between 80° and 150° appear to occur at higher temp, as the proportion 
of carbon increases. According to P. Ludwik, the clianges in the elastic limit 
during ageing, and at a blue-heat as well as blue brittleness, are due to changes in 
the solubilities of the minor constituents in the steel. A similar hypothesis was 
employed by W. J. Brooke and F. F. Hunting to explain the brittle zone with armco 
iron between approximately 900° and 800°. 

L. Aitchison, L. H. Appleby, A. H. d’Arcambal, C. Bach and R. Baumann, H. W. Baker 
and A. H. Gibson, J. H. Baker, T. Baker, E. Bemardon, G. W. Barr and co-workers, 
J. Bartel, R. G. Batson and J. H. Hyde, A. Baykoff, N. 1. Belaiew and N. T. Goudtsow, 
H. Bonte, H. Bouasae, J. M. Bregowsky and L. W. Spring, W. Brockbank, A. Brovot, 

J. D. Brunton, H. Buchholtz and E. H. Schulz, A. Campion, R. C. Carpenter, H. Carrington, 
W. Cassie, G. Charpy and A. Cornu-Th^nard, Chevenard, P. Chevenard and A. M. Porte¬ 
vin, J. Christie, A. S. Clark, E. F. Cone, G. Cook, J. L. Cox, H. C. Cross, N. Czako, K. Daeves, 
W. E. Dalby, N. DavidenkofE and G. Sajzoff, V. A. Davidenkoff, W. B. Dawson, 
R. R. Devnes, J. H. S. Dickenson, H. A. Dickie, T. G. Digges, J. W. Donaldson, P. Drosne, 
H. K. Dyson, H. Edert, J. V. Emmons, F. A. Epps and E. O. Jones, P. Eyermann, 

F. A. J^'alirenwald, P. Fischer, R. do Floury, F. B. Foley. L. Fraichet, C. Fremont, 
H. J. French, H. J. French and W. A. Tucker, Y. Fukuie, G. Gabriel, J. Galibourg, 
A. W. Gemier and R. N. Wood, F. Goerens and F. Fisclior, P. Goerens, P. Goerens and 

G. Hartel, C. Grard, Graziani, R. H. Greaves, J. N. Greenwood, E. Greulich, J. J. Guest, 

K. Guillory, L. Guillet, L. Guillet and co-workers, G. H. Gulliver. H. J. Hannover, M. Hanszel, 
J. F. Harper and R. S. MacPherran, A. B. Harrison, 1\ Henry, H. D. Hibbard, 

A. H. Hiorns, H. A. Holz, J, E. Howard, H. M. Howe, A. K. Huntington, C. Huston, 

D. H. Ingall, L. Jannin, Z. Jeffries, Z. Jeffries and R. S. Archer, (J. R. Johnson, J. B. John¬ 
son, J. B. Johnson and S. A. Christiansen, W. R. Johnson, D. Jouraffsky, W. Kahlbaum and 
co-workers, H. Kamura, J. Kaiiter and L. W. Sj>ring, J. F. Kayser, W. J. Keep, F. Kintzle, 

B. A. Kjerrnian, O. A. Knight, H. Ik Knowdton, F. Kdrber and co-workers, W. Kdster, 
P. Kreuzpointer, K. Kiihnel, W. Kuntze, W. Kuntze and G. Sachs, H. K. Landis, O. Lasche, 
A. I..autz, J. H. Liiwrence, F. C. Lea, F. C. Lea and O. H. Crowther, A. Ledebur, W. E. Lilly, 
A. Lindenberg, P. Ludwik and co-workers, A. Limdgren, T. D. Lynch and oo-workers, 
1). J. MacAdam, G. P. McNiff, R. S. MacPlierran, C. E. MacQuigg, A. Me William and 

E. J. Barnes, M. Mahoux, R. Mailander, M. Malaval, V. T. Malcolm, A. Martens, W. Mason, 
T. Matsumura and G. Haniabe, M. Matweieff, K. Memmler and A. Schob, A. N. Mitinsky, 
R. G. Morse, K. H. Muller and E. Piwowarsky, J. Muir, F. Nakanishi, W. K. Needham, 
J. T. Nichols and co-workers, J. Nodder, P. Oberhoffer, W. Oertel, G. A. Orrok and 
W. S. Morrison, M. Orthey, N. S. Otey, J. G. Pearce, E. N. Percy, H. PerrineandC. R. Spencer, 
E. Persoz, W. Pinegin, A. J. S. Pippard, PL Pohl, A. Pomp, A. Pomp and A. Dahmen, 
G. W. Quick, E. J. Rang,W. del Regno, O. Reinliold, F. Rittershausen, F. Robin, M. Ros and 
A. Eichinger, W. Rosenhain and D. Hanson, O. Ruff, G. Sadis, F. Sauerwald and co-workers, 
A. Sauveur, E. Scharffenberg, E. Schiebold and G. Richter, C. C. Schneider, W. Schneider 
fi’Ud E. Houdremont, A. Schob, H. Schottky and co-workers, E. Schiiz, W. A. Scoble, 
J. Seigle, J. Seigle and F. Cretin, P. Siebe, E. Siebel, E. Siebel and A. Pomp, C. A. Smith, 
J- H. Smith, M. B. Smith, R. H. Smith, B. F. Spalding, A. P. Spooner, L. W. Spring, 
E. W. Spring and H. J, French, L. W. Spring and J. Kanter, H. Stager, P. Stephan, 
R. Stribeck, H. W. Swift, W. Ik Sykes, R. E. Templin, J. L. Terneden and M. von Rath, 
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A. F. Torres, E. Touceda, L. B. Turner, H, Ude, C. Upthegrove and A. P. White, 
G. Urbanczyk, M. Vitmos, E. C. Wadlow, O. Wawrziniok. F. W. Webb, W. K. Webster, 
P. A. Welikoff and co-workers, G. Welter, T. D. West, A. E. Wliite, A. E. Wliite and 
C. L. Clark, H. E. Wimperis, H. Wright, and H. J. Young, made observations on the 
tensile and elastic properties of iron* and steel. 

H. Perrine and C. B. Spencer gave the results indicated in Table XXIX for 

Table XXIX.- The Effect of Temferature om the Tensile pROPERTn:s of 

Iron and Steel. 
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the ultimate strength in lbs. per sq. in., and the percentage elongation and reduction 
of area of Bessemer steel with 0*196 per cent, of carbon ; and cast iron with 
2*69 per cent. According to P. Ludwik, iron annealed at 900°, gave for the tensile 
strength in kgrms. per sq. mm., and the percentage expansions and reduction of area: 
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and for steel annealed at 7(X)°: 
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H. J. French’s tensile tests of iron at elevated temp., show that in the blue- 
heat range the tensile strength is higher than at room temp, although the reduction 
of area and elongation are lower. Z. Jeffries obtained similar results ; and 
F. Robin observed that Brinell's hardness is greater at a blue-heat than at room 
temp. Z. Jeffries and R. S. Archer’s experiments illustrate the greater hardening 
of iron for a given deformation-drawing from 0*042 to 0*025 in. at a blue-heat, 
275°, than at room temp., for the tensile strengths lbs. per sq. in., and the percentage 
elongations, and reductions of area were: 

Tensile strength Elongation RccUictlon of area 

Room temp. .... 85,720 2*00 70 0 

275^. 111,000 1*58 07*0 

Hence the wire drawn at a blue-heat is stronger, but less plastic, than that drawn 
at room temp. Observations on the effect of temp, on the elastic limit are not con¬ 
cordant. J. E. Howard found that the elastic limit decreases with rise of temp.; 
W. Mauksch, that the stress with wrought iron at 200° is about half its value at 
ordinary temp., but rises to its original value at 300°; A. K. Huntington's curve 
shows no maximum in the blue-heat; C. Bach, and A. Martens observed a maximum 
at about 200°; and H. J. French found a maximum at 200° where the value is 
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about 14 per cent, greater at 200^ than it is at room temp. Observations were made 
by R. Hay and R. Higgins, R. L. Keynon, F. A. Epps and E. 0. Jones, A. Kiihle, 
H. Hubert, A. Pomp, R. C. Carpenter, K. Honda, and G. Delbart. According to 
E. Houdremont and co-workers, if Tq denotes the tensile strength of unworked 
steel, and T is the tensile strength after being drawn from a cross-sectional area 
jPo to one of F, then T—To-fa log (Fq/F), where a denotes a constant. 

A. le Chatelier found that all metals may be broken by a constant tensile stress 
applied above a certain temp., and that the elongation depends on the load. With a 
constant temp., the deformation under a given load has a decreasing value tending 
towards equilibrium ; the deformation increases more rapidly than the loads, while 
the stress increases and the strains diminish with the speed of loading. Defor¬ 
mation under shock is inversely proportional to the shock ; and with an increase 
in temp., the deformation increases and the resistance decreases. Cast iron at 15^^ 
can support the following loads without breaking in the periods of time stated: 

Time . . . 0-5 1*0 5 15 00 mins. 

Load . . . 25-21 24*03 23*87 23*40 22*80 tons per aq. in. 

A. le Chatelier postulated that at temp, in the vicinity of 90"^*, any permanent defor¬ 
mation of iron gives rise to an irreversible transformation whicli tends to raise the 
tensile strength and decrease the ductility. The transformation requires a certain 
amount of time for its completion, but takes place more rapidly the higher the temp. 
Above 300°, however, the transformation is less effective in producing strength 
and hardness because of incipient annealing. F. Fettweis identified A. le Chatelier’s 
transformation with the elastic recovery after overstrain. G. C. Priester and 
0. E. Harder observed a minimum in the tensile strength of 0*29 per cent, carbon 
steel between 100° and 200°, and a maximum at 300°. K. Yuasa observed that 
in tension, torsion, and crazing tests between ordinary temp, and 349°, armco iron 
in tension at 250° showed 320 breaks or sudden yieldings as it began to fail, but no 
breaks at 20° and 295°. Steels with 0*19, 0-5, 0-68, and 0-80 per cent, of carbon 
gave a diminishing number of breaks as the proportion of carbon increased until, 
with eutectoidal steel having 0-85 per cent, of carbon, no breaks were observed. 
Steels with 0*9, and 1-1 per cent, of carbon showed an increasing number of breaks 
as the proportion of carbon increased. Distinct sounds were heard as the breaks 
appeared in the stress-strain diagrams. According to A. Michel and M. Matte, 
several kinds of elongations are produced when a wire is maintained for a long time 
under a constant load, and at a raised temp, (i) an instantaneous elastic elongation, 
(ii) a slow elojigation which proceeds with decreasing rapidity, and can be resolved 
into an elastic elongation with retarded elasticity or reactivity, and a permanent 
elongation, (iii) if the load is sufhcient, the foregoing elongation is followed by another 
which proceeds with constant rapidity and corresponds to a so-called “ viscous ’’ 
deformation, (iv) after a certain time the rapidity of elongation increases very 
rapidly up to the breaking-point of the test-piece ; this period corresponds to the 
striction. 

A. Sauveur and D. C. Lee observed that in the case of electrolytic iron a maximum 
tensile strength is obtained at 250°, whilst steels containing respectively 0-10, 0*30, 
and 0*50 per cent, of carbon reach their maximum strength at a temp, slightly in 
excess of 300°. Witli 0*75 per cent, carbon, the maximum strength occurs at 400°. 
Consequently, the blue-heat phenomenon does not occur at the same temp, with 
aH grades of iron and steel, and it is probable that, as the carbon increases, the temp, 
imparting maximum strength likewise increases. Electrolytic iron at room temp. 
Inis a tensile strength of d0,(K)() lbs. per sq. in., while at 250 its strength is 5f>,000 llis. 
j>er sq. in., an increase of 10 per cent. Stc(‘l containing O-IO per cent, carbon 
mcreascs in strength from 08,000 lbs. to 80,(KK) lbs., or 20 j)cr cent. ; steel with U-3U 
))er cent, carbon, from 80,000 to 88,000, or 10 per cent,; steel witli 0-50 per cent. 
<;arbon, from 110,0(X) to 126,000, or 15 per cent.; and steel with 0*75 per cent, carbon, 
Lorn 140,000 to 145,000, or 4-3 pcT cent. Iron and very soft steel increase in strength 
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by tempering at a blue-heat very much more than higher-carbon steel. It should 
also be noted that the increase of strength is preceded by a decrease of that property. 

W. Rosenhain and J. C. W. Humfrey studied the tenacity deformation, and 
fracture of soft steel—0*106 per cent. C; 0*075, S ; 0*050, P; 0*395, Mn; and a 

trace of silicon—at high 
temp. Some results with 
annealed wire are sum¬ 
marized in Fig. 216. The 
results show that with a fast 
rate of straining, a maximum 
stress of 42,400 lbs. per sq. 
in. was attained, while with 
a slower rate of straining 
the maximum stress was 
40,250 lbs. per sq. in. The 
curves are fractionally identi¬ 
cal in shape, but the curves 
with the slower tests lie below 
those with the faster rates 
of applying the stress, and 
l-’iG. 216.~The Effect of Temi^mtuiv on the Termi^ practically 

Strength of Soft Steel. ,, , , 

parallel to one another. Ihe 

two upper curves also indicate the influence of the mean size of the crystal grains. 
Near the Ar^-arrest the two curves coincide. The affect of the average grain-size 
of the crystals is indicated in Fig. 204. The effect of temperature on the tensile 
properties of iron was investigated by R. G. Batson and H. J. Tapsell, C. E. Corson, 
H. L. Dodge, P. Fischer and V. Ehmcke, J. R. Freeman and G. W. Quick, 
L. Guillet and co-workers, W. H. Hatfield, H. M. Howe, L. M. Jordan, F. Korber and 
co-workers, J. H. G. Monypenny, E. PopI and co-workers, 0. Reinhold, A. Sauveur, 
R. Waddell and L. Johnson, and A. E. White and C. L. Clarke. R. S. MacPherran 



observed that the maximum tenacity at elevated temp, is lowered by nickel, but is 
not much affected by chromium. R. B. Wilhelm's results for a medium carbon steel 



—with 0*37 to 0*40 per cent. C ; 0*63 
to 0*69, Mn; 0*11 to 0*14, Si; and 
approximately 0*012, P; and 0*037, S 
—are shown in Fig. 217. F. Korber 
and H. Hoff, and A. Pomp and co- 
workers, and P. Bardenheuer and 

K. L. Zeyen, examined the effect on 
the mechanical strength of over-heating 
cast iron. 

The decrease in Young's modulus 
due to stretching in the cold state and 
its subsequent recovery by ageing at 
room temp., or in boiling water, was 
studied by J. Bauschinger, J. Muir, 

L. B. Pfeil, C. W. Yearsley, and M. Rud- 
eloff ; C. A. Seyrich observed that with 
a cold-drawn, steel wire, the modulus 
had not recovered sLx months after 
drawing; and in another sample, 
P. Goerens observed no appreciable 

. Honda and E. Yamada found that a 


decrease in the modulus produced by stretching had not occurred after being heated 
for 30 mins, at 100° to 200°, and with a sample of mild steel, severely cold-worked, 
no recovery of the modulus had occurred in six months, an annealing at above 600° 
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was required for the recovery. Measurements of the tensile strength of armco 
iron, mild steel, and nickel steel by T. Kawai are summarized in Figs. 218 and 219- - 
the hardness of these metals is indicated in Fig. 196. The recovery of Young’s 
modulus by annealing mild steel is shown by the dotted line whose ordinates and 
abscissae are on top and on the right of the diagram. E. Heyn, and G. Sachs 
attributed the decrease of the modulus by cold-working to the internal stresses set 
up by cold-working; and K. Honda and R. Yamada interpreted this explanation 
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218.—Maxiiuiun Stress in 
Stretcliing. 


Fia. 219.—Young's Modulus of 
Stretched Iron. 


in terms of the atomic force. E. Murata, and T. Kawai showed that there is a release 
of an internal stress during annealing. T. Kawai observed that the increase in 
tlie internal stress during cold-working makes Young’s modulus decrease ; but the 
phenomenon may be more or less obscured by an increase in Young’s modulus 
which is due to a cliange in the orientation of the crystals during cold-working 
whereby the orientation of the crystals is made to coincide with the- direction of 
the axis of the bar or wire. 0. A. Knight found that heating a wire while subjected 
to a load increased its resistance to deformation. 

According to i\ Codron, if S denotes the sectional area of the tensile test-piece, 
and the sectional area on breaking, the coeff. of ductility or of malleability can 
be defined as i—iS'/iS, and it is a function of the reduction of area. The results by 
C. Codron* are summarized in Fig. 219. The critical ])eriods of ductility in steels 
containing different elements were found to be very variable. M. Leblant found a 
minimum reduction in area near 200'^ with extra hard steel, and at 3(X)°, with hard 
steel; the corresponding elongation is a minimum between 2(X3'^ and 300°. E. Preuss 
observed that with a pearlitic nickel steel with 0*15 per cent, of carbon, and 3 per 
cent, of nickel, a minimum elongation occurred at 300°, and a slight decrease in 
the reduction of area at the same 
temp. The brittleness, therefore, 
appears to be a minimum at these 
temp. F. Robin discussed the ap¬ 
plication of these results to the 
forging of metals ; P. Junkers, the 
decrease in the resistance to de¬ 
formation with increase of forging 
temp.; 0. W. Ellis, the effect of 
temj). on the malleability of iron and 
Bteel; A. F. Shore, the measure¬ 
ment of toughness; and R. Stumper, 
the effect of the final rolling temp, 
on the mechanical properties. The 
ductility was discussed by P. Inidwik, and J. Vietorisz. 

Following H. J. Gough's study ® on the fatigue of metals— vide infra if a speci¬ 
men be loaded up to a point B, Fig. 221, and the load removed, then, if no permanent 
elongation occurs, the materials are said to be perfectly elastic; the loading and 



Fia. 220.—^Tlie Ductility of Iron and Steel at 
Different Temperatures. 
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unloading curves, ABy and BA, arc the same, and the phenomena are reversible. 
Actually, however, when the load is p, while the sample is being loaded, the elonga¬ 
tion is OCy and with the same load /?, while the sample is being unloaded, the 
elongation is OD, The difference, CD, thus represents a lag or hysteresis in the 
strain when the stress is p. Elastic hysteresis is applied to the case where no per¬ 
manent sets occur on removing the load, but a strain exists in other parts of the 
cycle. Again, if no strain disappears when the stress on a solid is removed, the 
material is perfectly plastic, but with all metals some strain is recovered when the 
stress is removed. If ABy Fig. 221, represents the stress-strain curve, and h the 
total strain, then when the stress is removed, a permanent elongation, ACy may be 
recorded, anH this is called the permanent set or plastic strain ; and Cb represents 
the elastic' strain released by unloading. In a third case, Fig. 221, when the load is 
maintained at By plastic strain sets in, producing the plastic strain BF, This strain 
increases at a decreasing rate, being very rapid at first, and thereafter slower and 
slower so that the whole process occupies days or weeks. When the stress is 
relieved by unloading, some elastic strain is recovered, but there remains a permanent 
set AG, In some cases the permanent set diminishes until some lower value, AHy 
is attained. The subject was discussed by J. V. Howard and S. L. Smith, 
W. E. Dalby, W. Kerr, M. F. Sayre, and A. Pomp and A. Dahmen. The plastic 
strain, BF, under load is often called the creep ; and the decrease in the permanent 
set, GHy with no load can be called elastic after-effect that is, die rlastische 

Nachwirkmig - - clastic 
after working -or elastic 
hysteresis or lag. Both 
phenomena are cases of 
creep, and, according to 
H. J. Gough, are the 
same phenomenon due 
to the same cause. The 
permanence of the dimen¬ 
sions of steel under stress 
at an elevated temp, was 
discussed by W. H. Hat¬ 
field, and L. Jannin. 

In the stress-strain or load-elongation diagram, the elastic limit is taken as the 
load at which a deviation from Hooke's linear relation — 1 . 13, 17—is first apparent, 
this point is also called the limit of proportion^ P ; from a second point of view, 
the elastic limit may be the first permanent set which is observed on removing the 
load ; this point is the so-called limit of restitutiony R ; and from yet a tiiird way of 
considering the problem the elastic limit corresponds with a point of inflection on 
the stress-temperature curve ; this point is called the thermal limit of proportionality. 

As a result of the observations of J. P. Joule, and Lord Kelvin (W. Thompf^oii), it was 
found that it thermal losses due to radiation, conduction, etc., are allowed lor, cold is 
produced when a metal is strained by opposing an elastic force, and heat is developed 
when a metal is yielding to an elastic lorce ; and with cyclic stresses, tliere is an average 
temp, of the metal wliich does not vary since heat is neither absorbed nor evolved. If a 
stress, py is applied at the absolute temp., T; and e denotes geometrical deformation produced 
by a temp, ot 1° when t)»e body is kept untler a constant stress ; c, the sp. ht. ; Z>, the 
density; and J + , the mechanical equivalent of lieat, then, assuming perfect elasticity. 
Lord Kelvin showed that the elevation of temp, produced Ijy the sudden a[)plication oi 
stress is TvpIJrJ). 

According 1o II. J. G'oiigli, it luis been observed that metals like copper, cast 
iron, and untempered steel nndergu jilastic strain wJien small stresses are applied, 
and they show no deflnite P, R, or T limits; wliile iron, mild steels, and many 
other metals show definite P and R limits which are generally in good agreement. 
J. A. Ewing observed that definite hysteresis loops were always obtained by direct 
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tension with wires of iron, steel, brass, and copper ; J. J. Guest and F. C. Lea, that 
definite hysteresis loops occurred with mild steel under all ranges of torsional 
stresses, though with up to a certain stress no creeping under load was observed. 
B. Hopkinson and G. T. Williams, with direct stresses, and F. E. Rowett, with 
torsional stresses, also found elastic hysteresis with low stresses. C. A. P. Turner 
found that the thermal limit of proportionality is generally lower than the P-limit; 

E. G. Coker observed that the fall of temp, was linear up to a stress corresponding 
with P, after which, proportionality ceased, and a sharp reversal occurred when 
the yield stress was reached ; E. Rasch, and J. R. Lawson and J. A. (Vipp observed 
a general agreement between the P- and P-points, ])ut elasticity was imperfect. 
Fatigue and overstrain were studied by R. Cazaud, H. F. Moore, H. If. Greaves, 
Z. Jeffries and H. S. Archer, .1. W. Landon, J. K. Wood, H. P. Troendly and 
G. V. Piekwell, K. W. Bailey, H. J. French and co-workers, ,1. S. Brown, 

F. (‘. Lea and co-workers, D. Ffanson, Henry, F. Honegger, and R. Lilje])la<l. 

The elastic limit or yield-point represents the maximum distortion which a 

body can suffer and yet return to its original form. If the strain is not much greater 
than the elastic limit, the restoration of the original form will take place very slowly. 
The metal exhibits elastic recovery. Thus, we are told that some steel bridges may 
sag during a heavy week’s traffic, but recover during a week-end's rest. It is 
possible to apply a much greater stress than the elastic limit provided the stress 
be very quickly applied. Thus, B. Hopkinson has shown that a wire with an 
elastic limit of 17*8 tons per sq. in. withstood a stress of 35-5 tons per sq. in. applied 
for less than the thousandth part of a second. Z. JeSries and R. S. Archer thus 
describe the phenomenon of fatigue: When hot-rolled or mild steel is tested in 
tension, the first part of the stress-strain diagram is a straight line representing the 
elastic deformation up to about half the tensile strength. When a bar of this 
material is loaded to a stress well beyond the yield-point, on removing the load, it 
will have lost its elasticity ; and the second application of the load furnishes a new 
stress strain diagram which curves away from the straight line representing the 
proportional deformation, and the proportional or elastic limit is reduced almost 
to zero. If, however, the bar is allowed to rest for a few weeks after the first 
loading beyond the yield-point (over-straining), before the seoond tensile stress is 
applied, it will have recovered its elasticity, and may have a new proportional limit 
higher than the original limit. This recovery of elasticity takes place slowly at 
ordinary temp., and more rapidly as the temp, is raised; thus, J. Muir found that 
the recovery of elasticity is as complete after a few minutes at 100"^, as it is in 2 weeks 
at room temp. ; and at 250', the time required for the recovery is measured in 
seconds or fractions of a second. 

R. H. Greaves concluded from las observations on the recovery of elastic 
properties after simple overstrain in tension: The rate of recovery of elasticity 
varies greatly with different steels, the harder steels in general recovering more 
slowly. The greater the degree of overstrain, the longer the time required to 
bring about recovery at a given temp., or the higher the temp, required to bring 
about recovery in a given time. All steels show some progress towards recovery 
at atm. temp., but in the ease of the harder steels, it is very slow. The effect of 
30 years’ rest at atm. temp on an overstrained crucible steel having 1-22 per cent, 
carbon, was about the same as the effect of holding the metal for 1 lir. at 100°, 
and considerably less than tlie effect of holding it for an hour at 125°. 10. G. Coker, 
and E, J. McCaustland also found that there is a certain amount of recovery with 
overstrained mild steel and wrought iron at 0°, after which the recovery proceeds 
no further. According to Z. Jeffries and R. S. Archer, the recovery of elasticity 
on ageing at ordinary temp., or on heating at temp, up to about 300°,'is attended 
by an increase in hardness, and tensile strength, and by a loss of plasticity. Elonga¬ 
tion is usually reduced to a marked degree although the reduction of area is less 
affected. Hence, the change that occurs is, in general, a hardening and stiffening. 

Z, Jeffries and R, S. Archer added that while the proportional limit in tension 
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can be greatly increased—nearly doubled—by overstrain in tension followed by 
ageing, or heating at low temp., the limit in compression is not similarly increased. 
In fact, it has been reported that the gain in the tensile proportional limit is almost 
exactly compensated by the loss in the compressive proportional limit, so that the 
total elastic range is not greatly changed. J. A. van den Broek, however, found 
that by stretching and reheating, the tensile proportional limit of mild steel can be 
almost doubled while still retaining the original compressive proportional limit. 
H. M. Howe discussed cases where (i) the overstrain strengthens the metal against 
a later stress in the same direction, Imt weakens it against a stress in the opposite 
direction ; and (ii) one in which it strengthens the metal in all directions though to 
a degree which varies with the direction of the later stress, being greater for stresses 
which ai'‘ m the same direction as the overstrain itself. 

Z. Jellries and R. 8. Archer hold that the blue-heat phenomenon and that of 
elastic recovery are both due to a spontaneous increase in resistance to motion of 
the slip-planes formed during deformation. 

It is supposed that immediately after motion begins on a slip-plane the resistance is 
loss than t)ie shearing strengtli of the unbroken crystals. Deformation tends to progress 
by continued motion on this plane, until brought to a halt by end-resistance—that is, by 
the interference of adjacent grains. If the deforming load is removed immediately after 
slip has started and time is allowed for elastic recovery, then the resistance to motion on the 
plane of slip spontaneously increases to a value equal to or greater than tlio resistance to 
the formation of a new slip-plane. Further deformation must then take place on new 
lilanes. Tlie lime required for this increase in resistance is less as the temp, rises, so tliat 
at about 250° to 300° the change is practically instantaneous and occurs during the progress 
of any ordinary deformation, such as a tensile test. The result is that at a blue-heat a given 
external deiurmation produces more internal deformation, or cold-working, and lienco more 
hardeninff^ than tl»e same amount of external deformation effected at room temp. This 
statement applies to deformations effected within a short period of time, such as during 
an ordinary tensile test. If the deformation which takes place during the tensile test at 
room temp, eould bo effected very slowly so that there was time for elastic recovery during 
the test, we .should expect tlie tensile strength to be increased to an extent comparable 
witli the increase obtained at a blue-heat. According to Die theory here described, the blue- 
heat properties of iron are due to certain peculiarities of Die jirocess of deformation, and are 
not specific properties of cr^'stalline iron. The } ield-point, tensile strength, Brinell hardness, 
elongation and reduction of area are all properties whose nu'asurement necessarily inv^olves 
plastic deformation. The true elastic limit, on tlie otlicr liand, being the stress at which 
plastic defoiination begins, cannot be affei ted by the mcclianism described, nor can the 
modulus of elasticity. Unless tlicie is an allotropic change (change in atomic arrangement), 
it is to be expected that both elastic limit and elastic modulus will decrease continuously 
as the temp, rises. There is a lack of sustaining evidence of any allotropic change in these 
temp, regions, and recently K. C. Dain has found by X-ray analysis that iron at 300° lias 
the same bodj -contred cubic lattice as at room temp. 

In the so-called bending test for ductility, a bar of iron is bent by steady pressure 
or by hammering, until an angle of 180° is attained, or until the iron ruptures. In 
the latter case, the angle at which the fracture occurs on the outside of the bend is 
noted. The test is usually carried out at ordinary temp., but in order to detect 
red-shortness, or a liigh sulphur-content, the test may be carried out at about 
0(X)° or 1000°. In the nicked bending test the test-piece is nicked all round, before 
bending, so that the fracture shows the texture fibrous or crystalline. These 
tests are generally used as guides in the workshop. 

Tlie subject was discussed by L. Aitehison and L. W. Johnson,*® L. H. Appleby, 

C. Bach, P Bardenheuer, J. Bartel, G. S. Bell and C. H. Adamson, B. Bloimt and 
co-workers, E. Brinckmann, G. Charpy, (}. Cook, J. G. Docherty, B. A. Firth, J. E. Fletcher, 
H. Herbst, E. Houdremont and H. Kallen, E. Houdremont and R. Mailander, S. Ikeda, 
L. Jannin, W. E. Johnston, T. von Karmaii, W. J. Keep, G. H. Keulegan, R. L, Keynon, 
A. B. Kinzel, G. Klein and W. Aichholzer, R. Kuhnel, W. Kuntez, M. Lautz, P. Ludwik, 
II. Liipfert, A. Lundgren, A. Martens, G. Mehrtens, E. Meyer, H. Meyer, R. Mitsche, 
R. Moldenke, J. Muir and D. Binnie, E. Nusbaumer, J. G. Pearce, S. N. Petrenko, 
L. Piedbopuf and M. Kemy, A. Pinegin, H. Pommerenke, F. Roll, W. Rosenhain and 
A. J. Murphy, M. Rudeloff, H. R. Sankoy, H. Schottky, A. Schuchart, E. Schiiz, 
W. A. Seoble, H. Scott, J. Seigle, E. Siebel, C. A. M. Smith, E. K. Smith and L. Lichtenfeld, 
R. Stribeck, O. Thallner, A. Thiim and H. Ude, and H. E. Wimperis. The effect of nitro- 
genization wews studied by A. Pomp and A. Linden berg. 
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R. Schottler, and C. Bach discussed the fact that the tensile strength of cast 
iron calculated from the bending tests is greater than the value obtained by applying 
a direct tensile stress. P. Goerens and G. Hartel measured the angle through 
which bars of 0-085 per cent, carbon steel could be bent at different temp. The 
curve for the bending angles required for fracture shows a sharp minimum 
between 400*^ and 500° ; and the bending angle becomes rapidly less as the 
temp, falls from, say, 0° to -—75°. 0. Reinhold measured the bending angles of 

steels at different temp., and obtained similar results. M. Koepke and E. Hartig, 
and G. Mehrtens showed that wrought iron, whether cooled down to —100° or not, 
is somewhat more rigid than steel when tested by shock or bending. The bending 
number becomes less, but whereas steel behaves well, wrought iron cracks on its 
convex surface after a few blows. F. Steiner, and H. Gollner found that a wrought 
iron test-piece could be bent 180° at —50° without fracture, but a nicked test-piece 
could not be bent to so great an angle at this temp, as was possible at the normal 
temp. The fracture at the reduced temp, was of a crystalline nature, and that at 
ordinary temp, was of a fibrous nature. Annealed cast iron and steel which in 
their normal condition could be bent double without difficulty, withstood a slight 
bending at —50°, and, on the third light blow, it snapped like glass; E. Kuczera and 
E. Reinisch, and M. Koepke and E. Hartig also made observations on this subject. 
Steel bars which had been cooled showed a greater resistance to impact than uncooled 
bars— for the effect of cooling steel on the structure, etc., vide supra^ austenite and 
martensite. G. Meyersberg studied the effect of work, and of the dimensions of 
the test-piece on the bending test. 

P. Goerens measured the flexibility of iron in terms of the number of times it 
can be bent backwards and forwards to certain angles before it breaks off. The 
course of the flexibility curve corresponds with the tensile strength curve; up to 
520°, the flexibility is influenced to a slight degree rising from 11 to 16 ; there is an 
abrupt jump to 27 at this temp. ; and a subsequent rise in the annealing temp, is 
accompanied by a small rise of the bending number to 32. If the annealing coarsens 
the grain, there is a fall in the bending number. According to W. Herold, by slowly 
raising the load on the bending-test machine, the stren^h can be augmented in 
some cases 30 per cent, above the result of the short-time test. A change of 
structure is produced in the long-time test. In the case of annealed and quenched 
pearlitic and martensitic steels, there is a separation of the two solid phases so that 
the harder phase is driven to the grain boundaries which slow up more clearly giving 
the impression that the structure has been coarsened. In the case of pearlitic steels, 
the cementite migrates to the grain boundaries, and, in the neighbourhood of the 
fracture, it consists of ferrite with granular pearlite at the grain boundaries. 
J. W. Cuthbertson studied the subject. J. Muir and D. Binnie discussed the 
overstraining of iron by bending. 

The transverse strength of iron is measured by the so-called transverse or cross¬ 
breaking test in which a bar of iron of standard size is supported as a beam and 
loaded centrally under standard conditions. The strength is measured by the 
central load the beam will carry without rupture ; the deflection of the beam before 
rupture gives a rough measure of the toughness. The test is favoured for cast iron. 
Observations were made by E. Hodgkinson ^ in 1824. The standardization of 
the test has been discussed by a committee of the American Society of Mechanical 
Engineers, by W. J. Keep, J. E. Stead, J. A. Mathews, R. R. Devries, 6. W. Dress, 
H. 0. Dews, G. R. Johnson, C. Jovignot, R. Krohn and F. Kintzle, E. C. de Segundo 
and L. S. Robinson, G. S. Bell and C. H. Adamson, J. B. Koramers, J. G. Pearce, 
W. R. Needham, J. Navarro, W. C. Unwin, G. Hailstone, and W. J. Millar. Working 
with samples of cast iron having a span of 36 ins., breadth 1 in., and depth 2 ins., 
averages of 1344 tests gave: ultimate strength, 3740 lbs., ultimate deflection, 
0*400 in., and modulus of rupture, 50,490 lbs. per sq. in. J. A. Mathews obtained 
the results indicated in Table XXX, with cast iron having 3*56 to 3*78 per cent, of 
total carbon; 2*68 to 3*08, graphitic carbon ; 0*70 to 1*04, combined carbon ; about 
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0*45, manganese ; 0*8, phosphorus; 0*1, sulphur; and silicon. E. Adamson found 
for cast iron with 3*56 to 3-58 total carbon ; 2*98 to 3-05, graphitic carbon ; 0*54 
to 0*59, combined carbon ; 1*30 to 2*00, silicon; 0*072 to 0*11 sulphur; 0*59 to 
1*20, phosphorus; and 0*65 to 0*90, manganese, the transverse strength in 3 ft. 
was 27*5 to 38*5 cwts.; the deflection, 0*314 to 0*386 in.; and the moment of 
resistance, 16*588 to 20*796. J. Bauschinger's results are indicated in Table XXX. 


Tablk XXX.--Tkansxkksk S'jrkngtk (» (‘\st Tuov. 
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H. Meyer gave for the effect of temp, on the modulus of rupture (tons per sq. in.), 
and the maximum deflection in inches: 

18 ® 85 ® 155 ® 570 ® 580 ® 810 ® 

Modulus of rupture . 23*6 21*9 21*3 21*0 10*0 6*2 

Max. deflection . 0*30 0*28 0*28 0*30 0*o7 0*79 

L. H. Appleby 12 measured the resistance of iron to shearing and torsional 
stresses, and found that open-hearth steel had a torsional limit of 20*09 tons and a 
breaking stress of 39*29 tons per sq. in., while the shearing resistance was 29*7 tons 
per sq. in. Some results of the breaking stress, in tons per sq. in., are indicated in 
Table XXXI. The numbers in brackets refer to the number of twists on a length 
of 30 diameters which were found after fracture. J Bauschinger’s results for the 
tensile and compressive strengths, the transverse strength, the shearing strength, 
and the torsional strength are indicated in Table XXXI ; and those of 
L. H. Appleby, in Table XXXII. J. Platt and R. F. Hayward found that 
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the shearing strength is always le.ss than the tensile strength ; and that the ratio 
shearing strength : tensile strength increases as the tenacity increases and is 85 per 
cent, for wrought iron, 81 per cent, for mild steel, 64 to 70 per cent, for steels with 
a high proportion of carbon, and for cast iron, 40 per cent, ; the torsional strength is 
greater than that of the direct shear, and the ratio varies with the tenacity and 
nature of the materials. The modulus of elasticity in torsion is about 40 per cent, 
of the modulus in tension. E. G. Izod, and J. Goodman obtained higher results 
than J. Platt and R. F. Hayward for the shearing strength of cast iron. E. G. Izod 
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gave for the ultimate tensile stress of oast iron, 9*7 to 13*7 tons per sq in., and for 
the ultimate shearing stress, 13*9 to 17*4 tons per sq. in. J. Goodman gave for 
cast iron, 10*9 to 11*5 tons per sq, in. for the ultimate tensile strength, and 12*9 
to 13*0 tons per sq. in. for the ultimate shearing stress. W. Piingel discussed the 
effect of cold-work on the torsion strength of steel. 

Observ-ations with iron, etc., were made by G. C. Anthony, W. Bader and A. Nadai, 
A. J. Becker, G. S. Bell and C. H. Adamson, B. Blount and co-workers, T. H. Burnham, 
P]. G. Coker, G. Cook, G. K. Elliott, *T. V. Kmmons, O. Foppl, C. Fremont, A. Glazunoff, 
J. J. Guest and F. C. Lea, K. L. Hancock, 1*. Henry, W. Herold, A. G. Hill, L. ,1. Johnson 
and J. H. Nichols, W. Jolley, J. B. IvornineiN, W. Kuntze, C. H. Larnrd, F. C. Lea and 
F. Heywoofl. K. Lehr, W. Lode, I*. Luduik, 1*. J^uduikand co-workers, 1). ,r. MacAdams, 
L. Perard, P. K('^gnauld, M. Kudeloff, A. Sauveur, H. A. Schwartz, W. A. Scoble, 
J*\ B. S^ly and W. J. Putnam, J. Scigle, J. Seigle and co-workers, Y. Sekiguchl, K. Sipp, 
C. A. M. Smith, J. H. Smith and F. \". Wamock, B. L. 'I'emplin and K. L. Moore, V. Vieweg 
and A. Wctlhauer, P. B. Whitney and G. K. Hohner, and F. P. Zimmcrli and co-uorkers. 


XXXTT. Mkohank'XL Tests of Cmihon Stkiu.s (kgnns, per ,sq. mm.). 


Carbon 
(per (‘«‘nt.) 

Tensile 

BtreiiRth 

limits 

Tensile 

‘'trengtli 

Coinpn S" 
sive 

strengtli 

limits 

1 Compros- 
j si\e 
j strength 

(Transverse 
j strength 
limits 

Trtansverse 

strength 

Shearing 

stress 

Torsional 
st rength 
limit 

014 

30 

44 

28 

1 

48 

38 


34 


019 

33 

48 

30 

54 

1 42 


37 

15 

0-40 

35 

53 

34 

63 

40 

83 

36 

15 

Ool 

34 

56 

33 

70 

42 

93 

40 


0o4 1 

35 

56 

34 

61 

40 

86 

39 

' 15 

OfM ' 

33 

56 

35 

1 62 

42 

88 

40 : 

1 — 

0-57 

33 

56 

34 

66 

45 

96 

; 36 1 

IG 

0-6G 

37 

63 

38 

66 

44 

86 

1 43 

I 17 

0-78 

37 

65 

38 

73 

47 

88 

41 1 

18 

0-80 

40 

72 

44 

97 

17 

76 

48 1 

20 

0*87 

43 

74 

39 

89 

47 

77 

50 j 

20 

0-9() 1 

1 

49 

83 

50 

99 

t)9 

1 

85 

58 1 

27 


In the fracture of iron by alternating torsional stresses, fracture may occur 
when the total distortion is small or inappreciable. H. Gough found that with 
single crystals of a-iron, the direction of slip is tlie octahedral direction. At any 
point on the surface of the specimen there will exist a jJanc on which the value of 
the shear stress resolved in the contained octahedral directions is a maximum for 
all similar resolved shear stresses. Slip will not, in general, occur on this plane, 
unless the plane coincides exactly witli a dodecaliedral (110), icositetrahedral (112), 
or hexakis-octahedral (123) plane of the crystalline structure (and then only when 
conditions of perfect symmetry obtain). In other cases, the distortion is produced 
by slipping on two planes, each of wliic h corresponds to one of the above crystal 
planes. These slip-planes are situated on opposite sides of the plane of maximum 
resolved shear stress, althoiigli not, in general, equidistant from that plane. Each 
slip-plane is determined hy the consideration that it is subjected to a greater value 
of resolved shear stress tlian any other possible slip-plane on the same side of the 
plane of maximum resolved shear stress. The slip-])ands will, in general, be of a 
duplex type, the average slope being that of the trace of the plane of maximum 
shear stress on the surface of the specimen. The limits of slope of the slip-bands 
will agree with the traces of the planes of slip. Under very small deformations, 
the slip-bands appear either as short separate traces of the slip-planes, or of a com¬ 
bination of these traces, and can be identified as such. Under great deformations, 
however, the component slopes of the slip-bands are difficult to resolve, and some¬ 
times they cannot be resolved at all. In the latter case they present a very wavy, 
branched appearance bearing no a})preciable relation to the crystalline structure. 
Observations on single crystals were made by J. Konigsberger. For mild steel, 
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E. 6. Izod, and J. Goodman respectively gave 26^0 and 23*6 tons per sq. in. for the 
ultimate tensile strength, and 21*0 and 18*9 tons per sq. in. for the ultimate shearing 
stress. The ultimate shearing stress of cast iron—free from blow-holes and springi¬ 
ness—is greater than the ultimate tensile strength. J. Frenkel discussed the theory 
of the shearing strength of crystals ; D. Binnie, the overstraining of steel by torsion ; 
6. H. Gulliver, and C. Fremont, the shearing strength of iron and steel. W. Jolley 
found the measurements with cast iron to be unsatisfactory. M. Majima found 
that when the elastic limit of mild steel is exceeded in torsion, the deformation 
becomes plastic, and with a constant twisting couple the angle of twist ultimately 
reaches an upper limit. After several hours the material recovers its elasticity, 
the recovery being nearly proportional to the time of rest. If, then, the twisting 
couple is increased, elastic deformation is produced, and up to the new elastic limit 
the stress-strain relationships are approximately equal to those observed within 
the original elastic limit. The results are satisfactorily explained by the slip-band 
theory. P. Chevenard measured the variation with temp, of the torsional rigidity 
of some carbon steels, and found that the variation with temp, of the inverse 
squares of the times of oscillation only represents the apparent variation of the 
torsion modulus up to 300'’. Above 300'’, the decrements showed a rapid increase. 
The anomaly in the elasticity of carbon steels is directly proportional to the carbon 
content. L. di Lazzaro found that when torsional and tensile stresses are applied 
simultaneously, the torsion modulus diminishes, and rises again after the tension 
has been released. 

According to H. Tomlinson, the longitudinal and torsional elasticity of iron are 
not so much affected by raising the temp, as is the case with internal friction. 
The torsional elasticity of annealed iron is temporarily decreased 2*693 per cent, 
when the temp, is raised from 0° to 100'’; an annealed wire tested with a certain 
load at 12° was temporarily elongated 0*751 mm.; when heated to 100°, 0*793 mm.; 
and when cooled again and tested 24 hrs. afterwards, 0*725 mm. Thus, as with 
torsional elasticity, there is a permanent increase of elasticity, and a temporary 
decrease of 2*58 per cent. Time is here an important factor, for the elasticity 
immediately after cooling is appreciably less than it is after a long rest. With both 
torsional and longitudinal elasticity, after an iron wire has been permanently 
extended by traction, the elasticity is permanently increased by long rest. The 
carrying power of a magnet, also, can be considerably increased by putting on the 
load in small quantities at a time, with long intervals of rest between. All this is 
taken to mean that if the molecular arrangement of iron be disturbed by any stress 
whatever, exceeding a certain small limit, the molecules will not assume at ordinary 
temp, those positions which will secure a maximum of elasticity, until after a rest 
of many hours. K. Yuasi’s observations, were indicated in connection with the 
tensile tests. H. J. Tapsell and W, J. Clenshaw studied the subject. 

For the torsion modulus, in kgnns. per sq. rnm., 0. A. Coulomb gave for iron, 
7,651 ; G. Pisati, 8,082 ; N. Katzenelsohn, 7,505 ; M. Baumeister, 7,975 ; A. Gray 
and co-workers, 8,230 ; C. Schafer, 7,337 ; H. Tomlinson, 7,590 ; and F. Horton, 
8,280. For the torsion modulus of steel, W. Voigt gave 8,070; H. Tomlinson, 
7,731 ; G. Pisati, 8,262 ; A. Gray and co-workers, 7,965 ; G. F. C. Searle, 7,872 ; 
F. Horton, 8,470 ; and F. A. Schulze, 8,022. For Poisson’s ratio, P. Cardani gave 
0*321 ; J. D. Everett, 0*310; M. Baumeister, 0*304 ; J. K. Benton, 0*288 ; 
N. Katzenelsohn, 0*272 ; H. Tomlinson, 0*281 ; J. Morrow, 0*263; A. Mallock, 
0*253 ; 0. Littmann, 0*243 ; C. Schafer, 0*247 ; and E. Griineisen, 0*280 for steel 
with 0*1 per cent, of carbon to 0*287 for steel with 1*0 per cent, of carbon. H. Polnick 
calculated Poisson’s ratio, w, from w—0^5'tEk, where E denotes Young's modulus, 
21*3x10" 11 e.g.s. units, and k the coeff. of compressibility, 0*606XlOH, so that 
m;= 0*285, when E. Griineisen observed 0*28. Observations were also made by 
W. P. Wood, C. Fremont, E. G. Izod, W. E. Lilly, W. C. Popplewell, E. L. Hancock, 
C. A. M. Smith, E. Siebel and A. Pomp, C. Bach, 0. Bretschneider, T. Reimers, 
J. J. Guest, G. Moreau, E. Goens, F. W. Alexander, and J. Seigle and F. Cretin. 
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A. E, H, Love and others have studied the mathematical theory of elasticity 
and shown that for simple torsion, in static testing, and in the range where stress is 
proportional to strain W, the energy absorbed per unit vol. is W~CiS^^/2F, where 
Cl is a constant; the maximum stress in torsion; and F, the modulus of 
torsional elasticity. Likewise also for tension jt compression, W=C2Si,y2Ff 
where C 2 is a constant; the maximum stress in tension or compression ; and 
the modulus of elasticity in tension. In the case of reversed stresses, IF, the 
amount of energy involved per unit vol. per cycle of stress at the endurance limit, 
is If—(>S\2 -(-aS 2‘^)/2A’, where E is the modulus of elasticity ; /Sj, the maximum stress 
per unit area ; and the minimum stress per unit area. If the cycle does not 
involve a reversal of stress, when Si and S^ are both values in 

tension or both in compression. 

J. Goodman showed that as the range of repeated stress on a steel is decreased, 
the maximum stress that can be carried successfully an indefinitely large number of 
times is increased ; and H. F. Moore and T. M. Jasper showed that whilst this 
relation holds for normalized steels over a considerable range, with heat-treated 
steels, when the elastic limit and yield-point approach proportionately nearer the 
ultimate strength, the limits of endurance do not follow J. Goodman’s relation ; 
and the upper limit of the range then rarely goes beyond the yield-point of the 
material. The endurance limit represents the maximum stress a metal can with¬ 
stand in re])eated stress for an indefinitely large number of cycles. If the repeated 
stress of a ferrous metal is run at a stress very little above the endurance limit, 
it will usually fail before it has reached 2.(X)0,0()0 cycles, whereas if the metal is 
repeatedly stressed at or near the endurance limit, it will withstand at least 
100,000,000 cycles without failure, and in some cases as much as 900,000,000 cycles. 

In his study of the kinetic theory of solids, W. Sutherland showed that if F 
denotes the modulus of shear at any temp. K. 5 F o> the modulus of shear at 
O'’ Rt ; and the absolute temp, of the m.p., then 
A. E. H. Love, and A. Morley have shown that for an isotropic elastic solid, if B 
represents the bulk modulus, E—WFI(F-\~ZB), and B=FEI(9F~3E) ; and 
W. Sutherland deduced for the bulk modulus, jB—2AJc8/9a{l/(ar)--4}, where J 
denotes the mechanical equivalent of heat; A, the sp. ht. ; 8, the density ; a, the 
coefi. of linear expansion ; c, a constant which is nearly unity ; and T, the absolute 
temp, at which the test is made. Since J and c are constant, and 8 may be taken 
to be constant over the range O'^ to 1400"" F., the equation assumes the form 
B= ]chla{(llaT)—i}, where A: is a constant. H. Brearley investigated the energy 
involved in bringing a steel to the yield-point. T. M. Jasper examined these 
relations for steel. The results in Table XXXIII for W=(Si^+So^)l2E were cal- 

Table XXXJll.—T he Energy Absorbed in Bringing Steel to the Yield-point. 


Temp. 

Yield-point 1 

i 

1 ^ 


1 Per cent, devia- 

CF ) 

(tons i>er sq In ) 

(lbs per sq in ) 

(lbs per sq in.) ^ 

*'<1 t-fj 

1 tion from mean 

66 

38-8 

87,000 

30,000,000 1 

126 

1 

i - 3-4 

212 

37-0 

82,800 

28,000,000 

123 

i - 5-7 

392 

37-0 

82,800 

25,300,000 i 

136 

i + 3-6 

672 

33-44 

76,000 

22,400,000 

126 

- 3-4 

762 

33-6 . 

76,300 

19,600,000 

146 

+ 11-1 

842 

31-32 ' 

70,300 

18,200,000 

135 

i -i 3-6 

932 

28-68 

64,200 

16,700,000 j 

123 

j + 6-7 


culated by T. M, Jasper—for static tests where ^^ 2 ^® zero, and W^Si^l2E. The 
results show that the value of the energy involved per complete cycle of stress for a 
specific wrought ferrous metal at the endurance limit, is nearly constant; and the 
energy involved in bringing the stress to the static yield-point under difierent temp, 
below 510°, is a constant; above 510°, the value of the modulus changes abruptly 
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indicating a possible critical point. G. D. Newton, and F. Schleicher discussed the 
energy necessary to shear steel at a high temp. H. H. Lester, and H. H. Lester and 
R. H. Abom discussed the behaviour of the atoms within a crystal of iron when 
stressed up to and beyond the elastic limit. C. Schafer observed a relation between 
the temp, coeff. of the torsion modulus, A, and the m.p. of metals corresponding with 
that observed in the case of the temp, coeff. of the hardness. J. H. Poynting 
observed that when a loaded wire is twisted, it lengthens by an amount pro¬ 
portional to the square of the angle of twist; and that with a wire previously 
straightened by heating under tension, the lengthening is the same for all the loads 
which were tried. Hence, the only function of the load is to straighten the wire. 
He also discussed the theory of the phenomenon. 

The modulus of elasticity in shear, the modulus of transverse elasticity, or tlie 
modulus of rigidity, of iron at 15” is, according to W. Sutherland, Jf^OxlO gram 
per sq. cm. For tlie ratio at 100^ with ihat at 0'\ A. W. Napiersky gave 0*979 ; 
F. Kohlrausch and F. E. Loomis, 0*960; and H. Tomlinson, 0*950. J^ord Kelvin 
(W. Thomson) gave for the absolute value between 0° and 20", per gram per cm., 
790 x 10 - 0 ; H. Tomlinson, 751xlO-o to 773 xl 0 -C; (l Pisati, 811xl0"«; 
F. Kohlrausch and F. E. Loomis, 694x10-0; A. T. Kupffer, 713 xl0~^ to 742X J0“0 ; 
C. SchWer gave 0*734 X10-® kgrm. per sq. mm. at 20"; E. Griineisen, 0*828 x 10“0 
at 18° ; and B. Gutenberg and H. Schlechtweg gave for the average rigidity of iron, 
7*8x10^1 dynes per sq. cm. For drawn steel having 1*0 per cent, of carbon, 
E. Guye and V. Freedericksz gave 0*857x10-0 kgrm. per sq. mm. at —196°; 
0*829 Xl0“0 at 0^; and 0*811x10-0 at 100°; K. lokibe and S. Sakai, 
0*7985x10-0 at 24° ; 0*750x10-0 at 216°; 0*706x10-0 at 418° ; 0*649x10-0 at 
595°; and 0*518x10-0 at 650° with wire having 0*0085 per cent, of carbon, 
annealed at 800°; and K. R. Koch and E. Dannecker gave for annealed wire 
with 1*0 per cent, of carbon, in kgrms. per sq. cm. : 

20° 200° 400° 000° 800° 1000° 1200* 

Torsion modulus X 10« , 0*805 0*7(>4 0*712 ()*4f)l 0*277 0*270 0 181 

H. Tomlinson gave 704 X10"^ grni. per sq. cm. for hard-drawn and also annealed 
iron wire, and W. P. Wood gave for the torsion modulus, in lbs. per sq. in.: 

Hard-drawn Tempered 

0*.56 to 0*58 % C 0*76 to 0*83 % C 0*44 % C 0*07 % C 0*78 C 

11,299,000 11,427,000 11,299,000 11,437,000 10,007,000 

For steel with 0*35 and 0*90 per cent, carbon annealed at 9(K)°, T. Kikuta gave for 

the coeff. of rigidity, A^xlO® kgrms. per sq. cm.: 



20° 

l‘)9° 

443° 

031° 

795° 

924° 

. 0*823 

0*784 

0-713 

0*533 

0*324 

0*211 

0*90 u, 

20° 

221° 

440^ 

019' 

780° 

937° 

per cent. Cl^ ^ 

. 0*805 

0*704 

0-095 

0*5295 

0*321 

0*202 


and for steel wire with 0*55, 0*90, and 1*30 per cent, carbon, K. lokibe and S. Sakai 
gave for coeff. of rigidity £xl0^ kgrms, per sq. cm. : 


0*55 1 ^ 

43° 

207° 

399° 

000° 


jx^r cent. 

. 0*783 

50 

0*705 

187° 

0*737 

410° 

0*502 

C1C° 


. pU’xlO® . 
per cent. Cj 

. 0*782 

0*762 

0*083 

0*600 

— 


29“ 

221° 

412° 

599° 

700° 

, pWxio' . 
per cent. Cj 

0*773 

0*758 

0*739 

0*640 

0*447 


K. Honda and T. Terada gave 0*75 x 10^2 at 14° for the coeff. of rigidity with a load 
of 3113 grms. per sq. mm. G. H, Keulegan and M. R. Houseman studied 
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the subject. A. Gray and co-workers found for the modulus of rigidity 
of mild steel: 79648xlO^i dynes per sq. cm. at 17*0®, and 7*7704 XlO^i at 
89*2°—a diminution of 0*000338 per degree; and for soft iron, 8*2855 X10^^ at 13*6°, 
and 8*0125 X lO^i at —a diminution of 0*00041 per degree. T. Kawai observed 

that there is a decrease in the modulus of rigidity of iron and mild steel due to cold- 
working until a minimum is attained, after which, the amount of decrease diminishes 
with an increase in the degree of cold-working. K. lokibe and S. Sakai studied 
the effect of temp, on the rigidity. P. W. Bridgman found that under a press, of 
10,000 kgrms. per sq. cm., the rigidity of steel is increased 2*2 per cent. Vide infra 
for the effect of rigidity on magnetization. K. Honda and H. Hasimoto found that 
the rigidity is slightly decreased by an increase of carbon; it is decreased by quench¬ 
ing, and increased by annealing. The effect of annealing was studied by 

F. P. Zimmerli and co-workers, and T. Kawai. 

A. Mallock observed that the elastic rigidities of iron and steel are identical at 
the same temp., and this value diminishes slowly from ordinary temp, to a red-heat. 
The limits of the elasticity of the two are widely different: very small for iron, 
and increasing with the carbon-content of the steel. Just below 800®, the rigidity 
and elastic limits begin to dimmish rapidly. The changes in viscosity and rigidity 
are not c6incident with the change of state, and this is particularly noticeable in 
steels with a high proportion of carbon. The diminution in the rate of subsidence of 
torsional oscillations in wires was studied by H. Streintz, 0. Feussner and E. Ramb, 

G. S. von Heydekampf, 0. Foppl, S. Higuchi, and G. Pisati. A. Gray and co-workers 
observed that the rate of subsidence of the amplitude is slower at the lower temp. 
Analogous results were obtained for soft iron. F. C. Lea observed two dis¬ 
continuities in the torsional rigidity modulus of mild steel at 120° and 230° ; and 
discontinuities were also observed in a 0*57 per cent, carbon steel. Vide supra, the 
viscosity of iron. 

According to H. Tomlinson, the loss of torsional rigidity produced by twisting 
or stretching a wire beyond the limits of elasticity is partly diminished by rest. 
The loss is more sensible with large arcs of vibration than with small ones. The 
influence of rest is more apparent with large vibrations than with small ones. Con¬ 
tinued vibration through large arcs has a similar effect on the rigidity to that pro¬ 
duced on the longitudinal elasticity by heavily loading and unloading. The effect 
of vibrating hard steel through a large arc for several minutes makes temporarily 
the rigidity determined for large vibrations greater than that determined from 
smaller vibrations. The torsional rigidity is temporarily depressed by the passage 
of a powerful electric current, but is very little, if at all, altered by currents of 
moderate intensity. The torsional rigidity of iron is temporarily diminished to a 
small extent by a high magnetizing force. Both these effects are independent of 
changes produced by the current in the temp, of the wire. 

E. L. Hancock showed that (a) an overstrain in either tension or torsion destroys 
the elasticity of the material, but tliat this elasticity gradually returns when the 
piece is allowed to rest, the elastic limit becoming, in some cases, greater than its 
original value, and the modulus of elasticity the same as its original value, (b) That 
the elastic properties of the overstrained material are restored by immersion for a 
short time in boiling-water, (c) That recovery is not aided by repeated impact 
from a light hammer, (d) Materials overstrained in either tension or compression 
lose their elasticity for stress of the opposite kind, but the elasticity is restored by 
rest, (e) The carbon-steels seem to recover more quickly than the nickel steels. 
This, however, lias not lioen sliown conclusively by these tests, but all evidence 
goes to show that it is Iriu*. 

Observations on tin* resistance of metals to impa< t were made by Leonardo da 
Vinci,!^ E. Mariotte, P. de la Hire, M. de Cossait, W. J. Gravesande, F. J. de Camus, 
J. V. Boncelet, (L Juan, M. Rambourg, J. K. Perronnet, L. de Maupeon, etc. 
E. Hodgkinson ajiplied the impact or shock test to iron in 1833. E. JJ. Estrada 
examined the effect of a sudden application of the load on the tensile properties of 
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wrought iron and steel. He found that some fractures were finely granular or silky; 
in some cases a small load suddenly applied will produce a permanent set, and, in 
general, the elongation increases and the elastic limit diminishes with loads suddenly 
applied. Elongation is a function of the time, since it increases as the time dimmish^ 
though the ultimate resistance remains the same. The tests applied to iron and 
steel with the object of finding their mechanical properties can be grouped as static 
and dynamic; and it has been found that the dynamic tests—illustrated by the 
so-called impact test—show characteristics of the metal which are not revealed by 
the static tests. The impact or shock test may be applied to notched or un-iiotched 
bars. It gives an idea of the toughness or brittleness or resilience of the metal. 
T. E. Stanton and L. Bairstow, and P. Welikhofi observed that with un-notched 
bars, the results of the tensile impact tests are virtually the same as those obtained 
with static tensile tests. 

Observations were also made by T. Asano, L. Aitchisori, N. Akimoff, J. H. Andrew and 
R. Hay, T. Andrews, J. O. Amold, L. Auspaoh, H. Banckc, P. Bardenheiier, K. Baumann, 

M. Belanger, G. Bemdt, B. Bloiuit and eo-workers, H. T. Bovey, B. Brechbuhl, 
1*. Breuil, R. C. Carpenter and H. Oiederichs, G. Charpy, (t. Charpy and A. Comii- 
l'hen€ird» H. le Chatelier, E. G. Coker, A. L. Colby, A. Cornu-Tlienard, N. Davidenkoff, 

N. Davidenkoff and K. Yureff, P. Dejean, M. Delbruck, M. Denis, M. Derihon, (r. Dilber 
andH. T. Haimover, E. H. Dix, W. A. Doble. J. G. Docherty, P. H. Dudley, V. W. Duosing, 

B. W. Dunn, J. Durand, C. A. Edwards and F. W. Willis, H. C. Ehrensberger, H. A. Elliott, 
A. Elmendorf, F. Eloy, L. E. Endsley, H. Enshaw, P. Fain, H. J. Fereday, F. Fottweis, 
P. Fillunger, P. Fischer, F. B. Foley and co*workeis, C. de Frominville, C. Fremont, 
iS. R. Fuller and W'^. A. Jolinston, A. Gagarine, A. Gessner, W^ A. Gibson, AV. Gieseii, 
P. Goereiis, E. P.* Gooch, W. F. M. Goss, H. J. Gough and A. J. Murphy, K. H. Greaves, 
R. H. Greaves and H. Moore, L. Greiiet, M. Guillery, L. Guillet, L. Guillet and co-workers, 

L. Guillet and L. R^villon, R. A. Hadfield, K. A. Hadfield and 8. A. Main, J. H. Hall, 
H, 1. Hannover, F. Harboard, W, H. Hatfield, W. K. Hatt, W. K. Hatt and E. Marburg, 
W. K. Hatt and W. P. Turner, P. Heymans, E. Heyn, E. Hoeg, W. Horiiger, A. Horzen- 
berger, H. M- Howe, S. L. Hoyt, H. Hubert, J. C. W^ Humfrey, D. H. inga)l, E. G. Izod, 
F. li. Jackson, L. Jannin, J. B, Johnson, R. M. Jones and R. Greaves, W. R. D. Jones, 
H, Jungbluth, C, Jungst, H. Kamura, T. Kawai, W. J. Keep, A. B. Kinzel and W. Crafts, 
H. B. Knowlton, F. KOrber and co-workers, F. Kbrbei and J. B. Simonsen, H. Kreuger, 
E. Kuhlmann, E. F. Lake, F. C, Langenberg, G. Lanza, F. Laszlo, E. Leber, A. Ledebur, 

M. Legrand, F. Leitzmann, A. Leon and P. Ludwik, J. M. Lessells, P. Longmuir, P. Ludwik, 
P. Ludwik and R. Scheu, A. Lundgren, T. D. Lynch, D. J. McAdarn, C. McGarvey, J. S. Mac- 
gregor and B. Stoughton, D. R. MacLachlan, A. McWilliom and E. J. Barnes, W. T. Magru- 
der, R. Mailander, C. E. Margerum, A. Martens, A. Martens and E. Heyn, A. Martens 
and F. W. Hinrichsen, S. S. Martin, T. Matsushita and K. Nagasawa, H. S. Mattimore, 
K. Meramler, M. Merriman, J. T. Milton., M. A. Mimey, O. Miyagi, R. W. Moffatt, H. F. Moore, 
H. F. Moore and co-workei-s, R. R. Moore, G. Moreau, J. F. Morrison and A. E. (^ameron, 
M. Moser, J. H. Nead, F. Nehl, J. A. Newlin andT. R. C. Wilson, E. Nusbaumer, W. Oertel 
and L. A. Richter, J. Okubo, J. Okubo and M. Hara, A. OIry and P. Bonet, T. Y. Olsen, 
A. Ono, A. E. Outerbridge, R. Pawliska and M. Schmidt, J. "C. Pearce, A. P6rot, A. Perot 
and H. M. Levy, F. Pester, S. N. Petrenko, H. P. Philpot, J. A. Pilcher, R. Plank, II. Pom- 
rnerenke, A. Pomp, E. Preuss, M. Prevez, H. 8. Primrose and J. S. Glen, (1. W. Quick, 
H. S. Rawdon andS. Epstein, P, Regnauld, C. Richardson and C. N. Forrest, N. Hichardson 
and E. K. MacNutt, C. H. Ridsdale, F. Robin, R. Rotschor and M. link, F. Rogers, 

C. V. Roman, W. Rosenhain, M. RudelofI, S. B. Russell, G. Sachs, H. R. Sankey, H. K. Sankey 
and J. K. Smith, F. Sauerwald and H. Wieland, M. Schaper, A. Schmid, M. Schmidt, 
E. Schneider, W. Schneider, P. Schonmaker, F. Schule and E. Brummer, E. Schulz 
and R. Fiedler, R. Sergeson, W. Schwinning, A. E. Seaton and A. Judo, H. Soeliasc, 
E. SeidI, E. Simonot, W. A. Slater and G. A. Smitli, C. A. M. Smith, E. B. Smith, 
J. P. Snow, J. Snyders and P. A. M. Hackstroh, R. V. Southwell, H. J. Stagg, T. E. Stanton, 
T. E. Stanton and L. Bairstow, T. E. Stanton and R. G. Batson, R. Stribeck, /. Takao, 

O. Thallner, J. J. Thomas, W. N. Thomas, F. C. Thoiiipeon, R. H. Tliurston, H. D. Tiemann, 
T. Tredgold, E. U. Tschudi, W. C. Unwin, J. E. X*. W^agstaff, K. G. Wallenberg, C. L. 
WWwick, O. Wawrziniok, W. R. Webster and L. Bacl<^, P. Wolikhoff, Ch Welter, T. D. 
West, H. L. Whittemore, and A. B. Wilson. 

T. Kawai worked out the impact energy diagram of armco iron, mild steel, 
nickel steel, and nickel-chromium steel. The results are summarized in Figs. 222 
and 223. In the usual form of the test, the impact energy required just to break the 
test-piece is determined. The impact energy is expended partly on heating the 
specimen, and is not stored up as potential energy, so that when the stress is 
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reversed, the test-piece does not return to its previous length, and the elastic limit 
is reduced —vide supra for the effect of slow and rapid loading in the tensile strength 
test. T. Kawai found that the stress-strain relation with the impact test is not 
affected by the mode of applying the stress, that is, whether the stress is steadily 




Fio. 222.—The Total Strain of Impact. Fio. 223.—The Net Absorbed 

Energy of Impact. 


increased, or whether it is applied and released several times in the stage of loading. 
The greater part of the impact energy is ex})ended in producing an elastic and plastic 
strain in the test-piece. The former is at once returned to the pendulum hammer as 
rebound energy, and the latter is absorbed by the test-piece. T. Kawai found that 
the apparent absorbed energy varies linearly 
with the number of impacts, and a similar re¬ 
lation obtains between the apparent absorbed 
energy and the elastic strain energy of the 
test-piece. The relation between the bending 
and the net absorbed energy in the impact test 
illustrated by Fig. 223 for notched bars 
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10 X 10 X 54 cu. mm. The results for the stress- 
strain energy of impact are summarized in 
Fig. 224. The energy absorbed in the impact 
test was discussed by G. Charpy and A. Cornu- 
Thenard, A. Cornu-Thenard, K. Honda, F. Kor- 
ber and R. Sachs, M. Moser, and R. Yamada. 

R. W. Boyle discussed the compression waves 
produced in the metal by jinpact. 

The fundamental principles underlying th(* 
test'were discussed by R. Plank, and he showed 
that rupture in the tensile test is totally different 
from rupture by the impact tensile test; in the 
static test there is a gradual increase in the 
applied stress, whereas with the dynamic test 
the stress suddenly increases to a maximum 
and then decreases. The stress-strain impact test was also examined by M. Moser, 
T. Inokuty, S. B. Russell, H. A. Dickie, T. Ishigaki, R. Mailander and F. P. Fischer, 
W. Kuntze, F. Fettweis, K. Honda, R. H. Greaves, R. H. Greaves and J. A. Jones, 
A. McCance, J. Cournot, H. Sasagawa and R. de Oleveira, R. W. Moffatt, A, Gessner, 
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L. Janniu, E. Brechbuhl, J. H. Hall, E. Preuss, 0. Bauer, E. Heyn aud 

O. Bauer, H. M. Howe, L. Klein, A. Mimey, H. Bornstein, E. N. Menefee and 
A. E. White, W. J. Keep, A. E. Outerbridgc, A. M. Porteviu, F. J. Cook, 
J. B. Kommers, J. G. Pearce, H. A. Schwartz, H. J. Xapsell and W. J. Clenshaw, 
A. N. Talbot and F. E. Richart, F. Korber and H. A. von Storp, W. Schwinning 
and K. Mathaes, S. Watanabe, Y. N. Morozoff, and R. Yaraada. G. Delbar^ 
studied the impact toughness of cold-worked steel. 

T. Sutoki observed that with 0*3 and 0*5 per cent, carbon steels, the highest 
temp, at which the test-pieces were abruptly broken by the impact test were 600® 
and 650®, respectively. A test-piece of a brittle material breaks abruptly at a 
maximum stress, but in the case of a tough material, the breaking occurs in several 
steps. The bending of the test-piece increases almost linearly with a rise of temp., 
but from 200° to 300® it begins to decrease, falling, at about 550®, almost to the value 
at ordinary temp. Above 550® it rapidly increases. K. Honda, T. Inokuty, and 
T. Sutoki discussed the theory that the thermal brittleness is the combined effect 
of work hardening and of the softening due to temp. R. W. Moffatt found that 
grey iron castings have a low impact resistance at room temp. ; and this become.s 
less and less as the temp, is reduced below the f.p. The impact resistance of straight 
carbon steel castings decreases as the temp, falls below f.p., so that at —35® the 
resistance is only one-fourth of its value at room temp. The heat-treatment of these 
castings increases the resistance so that the value at —40® compares favourably 
with that at room temp. Low-carbon castings have a higher impact resistance 
than high-carbon castings. For the effect of hydrogen, see that element. 

G. Charpy examined the impact toughness of iron by the notched-bar impact or 
shock test, between 80® and 600°. The work, in kilogrammetres per sq. cm., done 
by a hammer of weight W, falling a height H with a rebound h, when (i denotes the 
effective sectional area of the fracture, is Wj(H~h)ja, G. Charpy found a maximum 
in the vicinity of 200® and a minimum in the neighbourhood of 500°, and at higher 
temp, the toughness rapidly increased. A. le Chatelier, and E. Ehrensberger also 
measured the toughness of iron in terms of the notched-bar impact test at ordinary 
temp. L. Giiillet and L. Revillon's observations agree with those of G. Charpy. 
The subject was also investigated by P. Breuil, W. H. Hatfield, R. A. Hadfield, 

P. Fillunger, R. Stribeck, T. Sutoki, F. Robin, and G. Goldberg, 

E. W. Kaiser observed that the effect of cooling is very marked with the notched- 
bar impact test of wrought iron, and much more so in the case of steel. Mild steel 
lost 85*5 per cent, of its notched toughness when cooled from 15° to — 20° ; whilst 
under the same conditions wrought iron lost only 42*3 per (*enl. L. Aitchison 
found that most plain carbon steels give a marked drop in the notched-bar test at 
a low temp.--and generally between normal air temp, and —40^; between —40° 
and —80° the drop is small, and in some cases there is a small rise in value. 

P. Goerens and G. Hartel found that, with a steel containing about 0-85 per cent, 
of carbon, between —75° and 10(X)% the curves for the work on impact, or the 

resilience, in kilogrammetres per sq. cm. of 



Fig. 225.—Tlic Effect of Tomperaiiirc 
on the Iinj>act Work Requir'd for 
Fra<d lire. 


effective section, are regular and show maxima 
at about 35® and 600°, with a minimum at 
400°. Above 600° the work required for 
fracture falls off very rapidly, likewise also 
below 35 ', so that at —75® the steel is very 
brittle. No discontinuities have been ob¬ 
served at tJic critical temp. R. H. Greaves 
;nid J. A. Jones found a maximum at 1(X)° 
to 150° ill the notched-bar tests; tiie exact 


]»osition depends on the form of the test-piecen 
and the striking velocity. (1. lieinhold’s results with steels containing 0-08 0,0-24 Si, 
0-36 Mu, 0-050 P, and 0-04 Si; 0-15 C, 0-28 Si, 0-49 Mn, 0-034 P, and 0-03 S ; 


0<25 C, 0*12 Si, 0-39 Mn, 0-048 P, and 0-038 S ; and 0-04 (\ 0-23 Si, 0-51 Mn, 0-036 V, 
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and 0*015 8, are summarized in Fig. 225, and they illustrate the effect of carbon as 
well. A. Pomp used a soft iron with 0*07 per cent, carbon ; he found that when 
Jieated to various temp, above 1000°, and slowly cooled, the toughness decreases, 
and this the more rapidly the higher is the temp., and a minimum brittleness is 
attained. R. M. Brown observed that cold-drawing greatly reduces the resistance 
to impact of mild steel, and a minimum is attained with a 30 per cent, reduction of 
area. A. Ono found that the cold straining of mild steel reduces its resistance to 
impact, but the resistance is restored on annealing. A steel containing 0*065 per 
cent, of carbon, after annealing at 920°, withstood 1010 blows; after annealing, 
followed by 8 per cent, straining, it withstood 940 blows ; after annealing, straining, 
and again annealing; 

Annealing temperature . 45Cr 500° 000° 700" 800° 000° 980° 

Blows resisted . . 101.3 101,3 101.3 490 55.3 1104 572 

F. Wiist and E. Leuenberger made some observations on this subject. For 
L. Aitchison and L. W. Johnson’s observations on the notched-bar test taken 
longitudinally and transversely, to the direction of forging, vide supra. The 
impact strength (notched bar) of mild steel castings was found to decrease on 
ageing at 250° for 1 hr. after forging to a reduction in area of 7 to 10 per cent., but 
not nearly to the same extent as it does after complete annealing. The values for 
the annealed metal at 20^ to - 20' were consistently below 2 mkgrms. per sq. cm., 
whereas those for the aged metal varied from about 6 mkgrms. per sq. cm. at 20° 
to about 2 to 3 riikgrms. per sq. cm. at - 20°. A. B. Kinzel and W. Crafts studied 
the effect of inclusions on the impact test. 

A. E. Seaton and A. Jude found that some nuts of connecting-rods broke down 
under conditions which could not be explained by the results of ordinary tensile 
tests, or of the alternating tensile stress tests. The repeated impact test was there¬ 
fore investigated by J. 0. Arnold, W. K. Hatt and E. Marburg, A. Perot, M. Denis, 
T. E. Stanton and L. Bairstow, J. B. Johnson, J. B. Kommers, L. Bairstow, and 
J. 0. Boos. According to T. E. Stanton and L. Bairstow, the angle of the notch in 
repeated impact tests has no influence on the number of blows which occasion 
fracture, for this depends solely on the relation between the diameter of the bar at 
the bottom of the notch, the diameter of the test-piece, and the distance between the 
supports. E. Nusbaumer compared the results of the simple impact test, and of the 
repeated impact test with Swedish iron, 0*07 to 0*46 per cent, carbon steels, nickel 
steels, and nickel-chromium steels subjected to different heat-treatments. It was 
found that the resistance always varies in the inverse ratio to the fall, and the rate 
of repetition of the stress—with the one exception of hardened nickel-chromium 
steel. The influence of the rate of the repetition of the impacts becomes less 
and less as the depth of fall increases, so that, provided the shock be suffi¬ 
ciently intense, the number of blows required to break the test-piece remains 
virtually the same, no matter what the rate of repetition of the test may be. 
H. Hanemann and R. Hinzmann found that the impact values with the notched- 
bar test are altered considerably by variations in the grain-size of the metal; 
and A. B. Kinzel and W. Crafts examined the effect of inclusions in the steel on 
the results. 

A. E. Seaton and A. Jude found that the resistance to fracture with repeated 
impact tests decreases as the proportion of carbon increases from 0*15 to 0*30 per 
cent.; and T. E. Stanton and L. Bairstow obtained a similar result provided the 
impacts are below a certain intensity. A. McWilliam and E. J. Barnes obtained 
the same results as A. E. Seaton and A. Jude. Steel with 0*75 to 0*80 per cent, 
of carbon offers a good resistance to repeated shock. According to J. 0. Arnold, 
J. E. Stead and A. W. Richards, C. E. Stromeyer, and J. B. Kommers, phosphorus, 
and nitrogen in steel have an unfavourable influence on the repeated shock test; 
according to P. Longmuir, occluded hydrogen is deleterious ; and, according to 
T. E, Stanton, J. H. Smith, and E. F. Lake, nickel, and titanium do not increase the 
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resistance of steel to repeated shocks. E. Niisbaumer found that with carbon steels 
<he resistance varies directly witli tlie percentage of carbon as long as this percentage 
does not exceed 0*25 to 0*30, but with over this amount the resistance has a tendency 
to diminisli, and this tendency is increased by hardening. In other words, the semi- 
hard steels always have a greater resistance than the mild steels. Hard steels 
resist better than mild steels (except in the hardened state), but not so well as the 
semi-hard steels. Swedish iron does not apparently display any greater resistance 
than soft steel. Generally speaking, the nickel steels have a greater resistance than 
soft carbon steels, but they do not appear to be superior in this respect to semi- 
hard steels. This is true only in cases where the depth of fall is not excessive; 
when the shock attains a certain intensity, the influence of the nickel disappears and 
the steel tends to behave like a simple carbon steel, no matter what the percentage 
of nickel may be. A second exception arises in the case of the steels containing from 
0-30 to 2 per cent, of nickel, which in the hardened state display extraordinary 
resistances, far higher than those of the best carbon steel. Tlie steel with 0*30 per 
cent, of nickel behaves almost as well or even better than steels containing a higher 
proportion.of nickel (with the exception of the steel with 25 per cent, of nickel, 
and rolled). Finally, the nickel-chromium steels display much greater resistance 
than ordinary carbon steels, or even than nickel steels ; but, of the nickel chromium 
steels, the dead-soft steel is the most resistant, and the semi-hard variety is the steel 
which gives the least satisfactory results. It has been said that, generally speaking, 
the resistance varies in inverse ratio to the depth of fall. Nickel steels, and in 
particular those containing both nickel and chromium, are much more sensitive 
than carbon steels to any variation in the depth of fall. This sensitiveness 
reveals itself by n considerable increase in the resistance once the depih of fall 
decreases. 

A. E. Seaton and A. ^Tude found tliat hardening increases the resistance of steel 
to repeated shocks ; but A. McWilliam and R. J. Barnes olitained a contrary result, 
and they also found that a sorbitic structure is unfavourable to the resistance of soft 
steels to repeated shock. According to E. Nusbaumer, hardening followed by 
annealing slightly increases the resistance of carbon steels, its influence is, how¬ 
ever, more appreciable with steels containing less than 0-30 per cent, of carbon than 
it is with the “ hardening steels.’’ Thus, semi-hard steels, hardened and annealed, 
are always higher in resistance than hard steels that have undergone similar treat¬ 
ment. Owing to the same phenomenon, hardening followed by annealing markedly 
raises the resistance of steels containing a low percentage of nickel (0*30 per cent, of 
nickel), but leaves steels with 2 per cent, of nickel practically unchanged. Lastly, 
it diminishes the resistance of nickel-chromium steels, but seems to have more 
influence upon soft nickel-chromium steels than on serai-hard steels. The latter, 
once hardened and annealed, display rather more resistanc(* than the former when 
similarly treated. This is the reverse of what is found m the annealed (normalized) 
state. Hardening (not followed by annealing) considerably raises the resistance of 
Swedish iron, and, particularly, of mild steel--at least wlien the depth of fall is not 
excessive. In the opposite case (and this is a general observation applicable to all 
steels independently of their composition) the influence of the depth of fall becomes 
paramount and obliterates every other influence, e.g. that of the rate of repetition 
of the stress, of the chemical composition, and of the thermal treatment. Quench¬ 
ing either fails to affect or tends to diminish the resistance of semi-hard steel; it 
reduces to zero that of the “ hardening ” steels. The presence of nickel, either 
alone or combined with chromium, exaggerates to an extraordinary degree the 
effect of the quenching. The resistance of steel with 0*30 per cent, of nickel which 
has been quenched is, as a regular thing, equal to more than twenty-five times that of 
the same steel annealed, that is, for low depths of fall. That of steel containing 
28 per cent, of nickel and quenched is, similarly, equal to nearly ten times that of 
the same steel after annealing; on the other hand, the steel with 25 per cent, of 
nickel subjected to the operation of quenching undergoes a sudden diminution in its 
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rcMitttancc (nearly one-half). Tlic nickel-ehroiniuni steels also have their resislnnee 
raised to a notable degree, but it is in the soft steels that the })henomenon is most 
marked, and in the semi-hard steels in which it is the least so. Lastly, in most 
eases overheating notably diminishes the resistance of all steels. 

According to T, E. Stanton, the resistance of steel to repeated impacts agrees 
with its resistance to simple impact when the number of impacts determining 
fracture is small, but not so if the number of shocks is large. J. 0. Roos obtained 
concordant results with endurance, rotary bending, and repeated impacts, but 
added that, in general, endurance under alternating tests is the reverse of the 
endurance under simple impact. L. Bairstow, however, believed that there is a 
complete lack of agreement between the results of the repeated shock test and those 
of alternating stresses. According to E. Nusbaumer, if the curves of resilience are 
comparable with those of the resistance to repeated shocks, it will appear at first 
sight as if there was no relationship between the two types of test. There is, 
however, a relation between the brittleness test and the repeated shock test. Every 
time the same steel in the same physical state (possessing the same essential con¬ 
stituents) undergoes—for any reason—a diminution of resilience, its resistance to 
repeated impact diminishes likewise ; and, on the other hand, whenever (under the 
same conditions) the resilience remains sensibly constant the resistance to repeated 
impact does not vary. It should be noted as a corollary to the foregoing proposition 
that the differences between the resistances of a normalized steel and a more or less 
overheated steel are greater in proportion as the depth of fall is less. Here is found 
once again the influence of the depth of fall which, as we know, tends to mask every 
other factor. 

Fracture takes place by progressive fissuration. There exists at each point of 
fracture a dullness occasioned by the fact that the edges of the crack have become 
roughened or dulled l)y rubbing against one another, and t)ie crack has enlarged until 
the moment when, the section having become too small, the test-pieco lias liroken 
suddenly, yielding this time a crystalline fracture. This crystalline fracturi^ 
invariably consists of a central band more or less wide and perpendicular to 
the line wliich joins the points of impact. Austenite is the particular con¬ 
stituent which oilers the most resistance to repeated shocks, ferrite offers a 
far lower degree of resistance, and, finally, of all the constituents, martensite is 
the one whose resistance is lowest and, generally speaking, very closely in the 
vicinity of zero. 

C. Fremont plotted the crushing curves at 15"^, 800 , and 1300’ for a soft steel 
with the tensile strength of 35 kgrms. per sq. cm. The curves were similar. F. Robin 
found that at a red-heat the ratio of the resistances is the same for static 
and dynamic crushing. The work done during static crushing was found to be 
less than during dynamic crushing. A. Martens gave for the static and dynamic 
work, in kilogrammetres per sq, mm., necessary to reduce the depth to a certain 
percentage of 1 he height at a single blow : 


Softbtccl vSoftstrcl 

--, ,,-A-, 

Koductioii deptli . 05 90 80 70 95 90 80 70 per cent. 

Compre»»ion (static; 11-2 32 8 100-7 204-5 IM 39-0 820 108-7 

Crushing (dynamic) . 00-3 148-7 401-2 802-8 77-3 170-2 409-3 774-2 

He showed that the projiortioii of work necessary to produce a certain reduction in 
depth increases with the intensity of the crushing, and to more than the anticipated 
proportionate number. C. Codron measured the resistance, in kilogrammetres per 
sq. mm., of forged metals to compression at different temp., and found : 
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The values would be different with other modes of testing. With malleable metals 
the yield in the press, may be quadruple, triple, or double that of the hammer 
working at an average speed. With elastic metals, like steels at a red-heat, the coeff. 
of the relative yield falls, and the com])ression requires nearly the same amount of 
mechanical energy as does forging. The coeff. of the yield may here vary from 
0*3 to 0-7. The work, in kilogramraetres per sq. mm., found by F, Robin for two 
steels at different temp., by static and dynamic compression, was as follows : 


Klabtic limit 


AVork 


t Matic 
• Dynamic 


007 

I>rr cent, carbon 

1.5^ 

275°-290” 

-N 

600° 

3.5-2 

17-5 

19-0 

11 04 

10-2 

6-5 

24-55 

24-3 

12-74 


0 9 por cent, carbon 

15'’ 200" 500" 

108 110-7 (>0-7 

10-0 13-3 144 

34-2 25-1 27 5 


The curves for the static stresses up to a red-heat diverge completely from the 
curves of dynamic stresses. Soft metals like lead, tin (cold), and Steels at a red-heat 
give higher values for the dynamic work for equal amounts of deformation ; and as 
the liardness and elasticity increase, the difference between the static and dynamic 
work may become less, or even reversed as in the case of the nickel, chromium, and 
tungsten steels, because of the work lost in the drop weight. The special austenitic 
.steels, and often the martensitic steels, display this jiroperty. F. Robin extended 
this subject to the work of the dro])-hammcr, and the press, in forging metals. 
F. Sauerwald found that «at moderate temp, the application of press, did not increase 
the size of grain of powdered iron, not previon.sjy work(‘d in the cold, but at a higher 
temp, an incrc'ase in grain-size was observed. 

C. de Freminvilleis investigated the effect of vibrations on the tensile properties 
of steel. He said that in metallic rods and bars, elementary vibrations are propa¬ 
gated witli but a very slight loss in work, and are reflected back again from the end« 
of these conductors. If these vibrations encounter the reflected vibrations, con¬ 
siderable stresses result. Excessive stresses leading to breakages may be set up 
by waves, or considerable vibrations being arrested in their course, at some point 
within the mass. C. Fremont, and C. Faroux found that, at this point, these 
vibrations occasion cracks, for the prevention of which any mode of strengthening 
the piece is absolutely useless. R. A. Henry studied the propagation of vibrational 
pressures within elastic bodies, and concluded that if there is complete synchronism 
between the vibratory movement a solid body may assume the periodic repetition 
of the stress, the vibratory movement becomes exceedingly exaggerated and 
develops elastic stresses wholly disproportionate to the intensity of the isolated 
stresses. He also showed that for any simple cylindrical body subjected in the 
direction of its axis to a simple sinusoidal pulsation applied to one extremity, the 
other being fixed, periodicities exist at which the body will undergo fracture, inde¬ 
pendently of what the amplitude of the pulsation may have been. A. Boudouard, 
and A. (luillet investigated the influence of various factors on the resistance to 
vibrations of cylindrical bars vibrating in diapason, and found that fracture occurred 
with stresses far below the ordinary elastic limit. Puddled iron resisted the 
vibrations better than did dead soft steel; and the number of vibrations 
necessary to fracture a bar of steel varies inversely as the percentage of carbon. 
Hardening diminishes the resistance of hard steels to vibrations. J. Resal made 
some observations on the subject, and E. Nusbaumer concluded from his observa¬ 
tions that: (i) In carbon steels, the resistance, in the annealed state, varies in direct 
proportion to the percentage of carbon ; the rise in resistance, corresponding with a 
relatively sligrit increase of carbon, is considerable. Quenching markedly diminishes 
the resistance, but affects hard steels to a much greater esrtent than soft steels. 
Quenching followed by an annealing is the treatment that ensures the maximum 
resistance, (ii) In nickel steels, the resistance, in the annealed state, varies in 
direct proportion to the percentage of nickel. Quenching reduces the resistance. 
Quenching followed by annealing gives the most marked resistance. The 2 per 
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cent, nickel steel, quenched and annealed, is distinctly superior to the best carbon 
steel, (iii) In nickel-chromium steels, the resistance varies inversely with tlu‘ 
hardness of the steel, except in the quenched state. Hard nickel-chromium steels, 
quenched and annealed, display less resistance than semi-hard steels, which, in turn, 
again display less resistance than mild steels. In contradistinction to what occurs 
with carbon steels or with nickel steels, quenching considerably raises the resistance 
of nickel-chromium steels. It seems, moreover, to affect hard steel to a greater 
extent than it does mild steel. Quenching, followed by finnealing, gives tlie 
minimum resistance. Any treatment that increases the tensile strength of nickel- 
(‘hromium steel appears likewise to increase its resistance to vibratory stresses, 
(iv) An imj)ortant fact is that all the steels, no matter what their nature (carbon, 
nickel, or nickel-chromium), ended by breaking, notwithstanding that they were 
being worked at less than their elastic limit. Thus, a steel may break by vibration 
without its effective deflection having attained that calculated from its clastic 
limit. 

The question : What is the effect of repeated stresses on the tendency of metals to 
fracture ? was raised by W. A. J. Albert in 1829, and later by H. James and 
I). Galton. In 1837, E. Hodgkinson stated that the repetition of any stress, how¬ 
ever small, would permanently deform a metal exposed to the stress ; and in 1848, 
J. Thomson, however, added that the limits of proportionality might be initially 
very low, and in consequence small permanent sets might result from the first 
application of relatively small stresses, but a secondary result would be that the 
limits of proportionality would be greatly widened, so that subsequent applications 
of initial small stresses would produce no further deformation. Mysterious failures 
in fracture, and in the testing of wrought iron, etc., for railway bridges, appear 
as if (i) the ultimate strength of the metal deteriorated wdth time, or else (ii) failure 
w^as due to the mere repetition of the applied stresses. In 1819, a Royal Com¬ 
mission was appointed to inquire into this subject; it was found that the first 
hypothesis did not explain the phenomenon, but it was shown that a metal could 
fracture by the frequent repetition of a stress less than the statical ultimate stresvs, 
and that the failure was not due merely to the presence of a vibration, although 
vibration acted as an accelerating agent. 

Metals will break under the repeated application of a stress very much less than 
w^hat would be required to produce rupture if the stress were applied gradually 
and continuously. The strength of a piece of metal w^hen tested in the ordinary 
way is not a sure guide for material which is to be subjected to a series of vibrating 
stresses such as might occur in the piston of an engine, in steel springs, in the axles 
of a railway carriage, in the supports for railway bridges, etc. F. Braithwaite 
attributed the breakage of some girders to a similar phenomenon. W. Metcalf 
found that hard steels suffer less from vibrations than do soft steels. W. Fairbairn 
investigated this subject for the Board of Trade, and he showed that a beam with a 
statical breaking load of 12 tons might withstand 3x10® applications of a load of 
3 tons, but with a greater load, fracture occurred with a correspondingly smaller 
number of reversals. Hence, a safe vibrating load can be applied which can be 
sustained indefinitely. A. Wohler concluded : 


Wrouglit iron uirI hitvl will ru]>tuiv at a unit Ktiotes not only le^s than thu ultimate static 
sli'ongth of the material, but even less than the elastic limit, if the stress is repeated a 
suffieielit number of times. Within certain limits, tlie range of stress rather than the 
maximum stress deUTinines the number of cycles before rupture. For a given maximum 
or a minimum unit stress, an increase of range of stress decreases the cycles necessiiry for 
rupture. For a given niiniinurn or maximum unit stress, there appears to be limiting 
range of stress which may be applied indefiiutely without producing rui>ture. As the 
maximum apjdied unit stress increases, this limiting range of sti'ess decreases. 


A. Wohler found the safe unit htre.ss for wrought iron under an alternating stress 
^hight be 8600 lbs. per sq. in. ; but under tension, it might vary from 3300 to 
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19,300 lbs. per sq. in.; and that the range of stress was constant if the ultimate 
stress fell below 3300 lbs. per sq. in. The alternating stress for untempered 
cast steel might be 12,800 lbs. per sq. in.; and in one direction only, from 11,500 
to 35,000 lbs. per sq. in. For cast spring steel, the stress might vary from 96,000 
to 128,0000 lbs. per sq. in. A. Wohler s work was confirmed by L. Spangenberg, 
and B. Baker. The subject was followed up by J. Bauschinger, and he concluded 
that: 

(i) A teii.sion stress above <hc yield-point up to the applied stress, even if the bar is 
immediately re-tested ; upon the release of the load and the lapse of time, tho yield-point 
increases ev^en above tho ])reviou8 maximum applied strt^ss. This increase is noticeable 
even aft« one day, and may continue for even years, (ii) A tension stress above the yield- 
j>oint icduces th(‘ elastic limit (determined by delicate mtwisiuemcnts of deformations) 
often down to zero. Upon the release of the load and the lapse of time, the elastic limit 
iniTcases, reaches th(' a])plied stress after sevwal days, and may rise above tins stress after 
sufficient lapse of time, (iii) A tension stress which lies above flio elastic limit immediately, 
the more so the liigher the initial stress. When tho applied stress apjiroaehes the yield- 
])oint, the elastic limit reaches a maximum, and is lowered when the yield-point is exceeded. 
(iv) As a rule, a stress above the yield-point lowers the inodiiJus of Upon the 

T’eJease of tlio stivss and tho lapse ef time, the modulus inereases, and after laevi^ral years 
IS feimd to bo considerably above the original value, (v) Severe jars, os by eold-hammer 
ing, lower the elastic limit which lias jireviously been raised by over-stress and rest. Jf 
tiic hammering produces tension, tho elastic limit decreases down to its original value, 
))ut otlicrwiso it remains abovfi it. (vi) Heating followed by subsequent cooling, W’ill 
again reduce tho clastic limit ami yield-point which have been increased by overstress and 
rest. For low-carbon steel tJic effect becomes noticeable at ^150^ if the roohng is rapid, 
and at 4.‘>0 if the cooling has no effect on tho two limits. Witli wrought iron tho effect is 
produced at about 400° both for rapid and slow cooling, (vii) Rajiid cooling lowers the 
clastic ^'imt and yield-point, especially the former, more effectively tlian slow cooling. 
Itapid ( ouJing usually decreases the elastic limit to zero, or nearly zero, after heating up to 
and surely by beating up to eherry-red heat. This is true for wrought iron, low-carbon 
fiteel, and Bessemer steel. Slow cooling even after heating to a eherry-red heat does not 
produce such r gioat decrease, (viii) A stress in tension (or compression) beyond the clastic 
limit rctluccs considerably the elastic limit in compression (or tension) the morts the higher 
the applied stress is above the original elastic limit. Even relatively small transgressions 
of one elastic limit will produce tho opposite elastic limit. A period of rest will not 
again increase the elastic limit, as is possible by loading in one direction above tlic yield- 
point, (ix) Gradually increasing alternating stress in tension and compression will not 
decrease the opposite elastic limit unless one of the original limits is exceeded, (x) An 
elastic limit in tension (or compression) which has been lowered by previous stress above the 
elastic limit in compression (or tension) can again be increased by applying a gradually 
increasing alternating stress, but it can be increased only up to a value whicli is considerably 
below the original elastic limit, (xi) Repeated stresses between zero and on upper limit 
whicli coincides with or is close to the elastic limit will not cause rupture. Tho clastic 
limit, however, must not previously have been raised artificially by tension or cold-working, 
nor must there be any flaws in the material. In the latter respect homogeneous material 
like low-carbon steel is especially sensitive, (xii) Re}x>ated stress between zero and an 
upper limit in tension which comcide.s with or lies slightly above the elastic limit will 
increase the elastic limit, and the more so tho greater is the number of repetitions, Viut not 
above a certain limiting value, (xiii) If by the previous action (as in xii) the elastic limit 
is increased above the applied stress, fracture will not take place ; but if the applied stress 
is so high that the clastic limit cannot be augmented to this value, failure must take place 
after a limited number of repetitions, (xiv) If a material is to withstand an indefinite 
number of repetitions of alternating stress, then tho applied stress must not exceed tlui 
natural elastic limit. 

J. Bauschinger understood liy tho yitid'pohU tlio unit stress at which a metal 8bo\^s an 
increase of deformation without additional stress ; and ho explained his uso of tho term 
natural elastic Ihmt by supposing a material with an artificially raised clastic limit would 
Iiave its elastic limit reduced to a certain value by applying altimating stresses below this 
artificial limit, and that this lu w elastic limit would be the same as that obtained when 
an elastic limit which has iK^en reduced is gradually increased by applying a slowly increasing 
alternating stress. 

The effect of surface ( omiitioius on the resistance of metals to repeated stresses 
was studied by F. C. Lea and co-workers, 1). J. McAdain, and B. H. 0. Barklic and 
If. .r. Davies. 

The fad that wlien metals are fractured by rejieated stresses, the fracture has a 
erystalline appearance led to the assumption that the metal gradually develops a 
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ctystaltoe structure under the influence of repeated stresses. There has been some 
discussion as to whether vibration and shock, under ordinary working conditions, 
can cause a metal to become crystalline and brittle. P. Argali, for instance, held 
that this is probably the case ; whilst R. W. Raymond supported the opposite view. 
According to P. Kreuzpointer, the mode of breaking a metal may produce a crystalline 
fracture even though the metal is uniformly fibrous. Iron and those classes of steel 
which are supposed to be capable of crystallizing under shock and vibrations will 
not break until long after the primary or original elastic limit and the yield-point 
have been passed, and the metal has “ flowed more or less. The natural and 
inevitable consequence of “ flow ” in iron and steel is to break up and reduce the 
size of crystals and fibres ; lienee, the forces which operate to break and destroy 
a structural member of whatever kind are directly antagonistic to the formation of 
crystals out of fibres, these forces being fibre producers, as it were, from the moment 
iliey become acti\e until the point of rupture is reached. This tendency is increased 
as the point of rupture is ajjproached, siix'c flow is most rapid in iron and steel just 
before the metal breaks, as is jiroved by tin* reduction or contraction of area at the 
])oint of rupture, and by the amorphous condition of ‘‘detail” fractures of iron 
and steel. Consequently, the theory of the crystallization of iron and steel under 
stresses and strains is based upon a misconception of the nature and properties of 
those metals, because the low heat or the heat that can possibly be produced in 
service, as well as stress and strain, with their eflects analogous to mechanical work 
produced under hammer and roll, all tend to break up crystals in iron and steel, to 
make them smaller instead of making them larger, or permitting the formation of a 
new structure. K. A. lladfield stated that all the fractures he had observed were 
more likely to have been the result of defective heat-treatment, than to have been 
produced by changes in the molecular structure of the metal. The subject was 
discussed by H. M, Howe, F. Rogers, C. H. pisdale, J. R. Stead, and E. B. Grub. 
R. W. Raymond does not consider that W. Fairbairn believed in crystallization as 
an explanation of the fracture, and there is no proof that a metal which has under¬ 
gone much vibration has a more crystalline fracture than it originally possessed. 
When the bars which ruptured under fatigue showed a coarsely crystalline structure, 
this was not due to crystallization produced by cyclic stresses but rather to over¬ 
heating, to defective chemical composition, or to faulty treatment in manufacture. 
J. Bauschinger proved that millions of repetitions of a stress do not alter the 
structure of the metal, nor reduce the ultimate static strength. A. E. Outerbridge 
said that brittle cast iron, after being subjected to repeated shocks, may become less 
brittle because a molecular annealing may occur at ordinary temp, which releases 
the strains in castings. The subject was discussed by A. Ledebur, and J. 0. Arnold. 
H. Iladicke found that the repeated hammering—15,000 blows—of a piece of iron 
an inch square changed the fibrous to a granular structure. The blows went beyond 
the limit of elasticity, but if not subjected to this excessive treatment the metal 
does not change in this way. 

According to P, Oberhoffer and W. Oertel, commercial iron shows a maximum 
grain-size after a 10 per cent, deformation between 700"^ and 800°, but with electro- 
l}"tic iron this is not the case. The grains of electrol>i^ic iron, however, do continue 
to grow at this temp. W. Riede showed that many alloy steels—Si-Mn, Cr, and 
Ni-Cr steels—as well as carbon steels, show a recrystallization of the material when 
subjected to rapidly alternating stresses. 

Just as the elastic limit, or, in ductile metals, the yield-pohU, is the important 
criterion in the resistance of static stresses, so with alternating or repeated stresses 
the endurance limit is the important criterion, and with impact stresses the important 
cTiterion is the modulus of resiliemr or the capacity to absorb energy up to the 
elastic limit. Repeated stresses may vary from zero or from a positive or negative 
minimum to a positive maximum, so that the range of the stress is the algebraic 
difference between the maximum and the minimum stress. The endurance limit 
is the stress that may be apj)lied to a given material for an indefinitely large number 
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of cycles without producing rupture; or it may be regarded as the number of 
repetitions of a given stress required to cause failure. The term fatigue refers to 
the phenomenon of fracture under repeated stresses —vide supra. It is assumed that 
the metal becomes “ weakened ” by the repeated stresses, and then breaks more 
readily. 

Excepting the eighth conclusion, the general results of J. Bauschinger have 
not been disproved. H. F. Moore and J. B. Kommers found that hot-rolled, 
0*18 per cent, carbon steel wire, reduced by cold-stretching from 0*50 to 0*44 in., 
had originally an elastic limit of 38,200 lbs. per sq. in. and an ultimate strength 
of 61,500 lbs. per sq. in., and an endurance limit of ±28,000 lbs. per sq. in., and 
after the cold-stretching the endurance limit was ±41,000 lbs. per sq. in. after having 
been heated to 260°. Hence the elastic limit in compression which was reduced to 
zero by cold-stretching must have been restored to something like 41,000 lbs. per 
sq. in., and possibly a period of rest would have had a similar effect. G. Sulzer said 
that the stresses lead to cracking when they exceed the elastic limit, no matter how 
high the tensile strength of the metal may be; and C. B. Dudley, that breaking 
occurs when the calculated maximum stress reached half the ordinary elastic limit. 
T. E. Stanton and L. Bairstow found that the elastic limit after a certain number of 
alternating tensile and compression tests is lower than the original elastic limit; 
and L. Bairstow showed that the iron and steel adapt themselves to these variations 
so as to remain perfectly elastic and to exhibit no trace of fatigue. The variations 
of the elastic limit of tensile strength are slighter than those of the elastic limit of 
cornpressional strength, so that it is the latter which determines the permissible 
variation of stresses. Similar conclusions were obtained by J. H. Smith with 
alternating tension and compression ; and by J. E. Howard, and L. B. Turner with 
rotatory bands. 

The life or endurance of a metal can be referred to the number of repetitions of a 
stress of a given range of magnitude. The stress may be direct, bending, or torsional, 

or a combination of these stresses. The results of 
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T. E. Stanton and J. R. Fannell with a reversed 
bending test on mild steel are summarized in 
Fig. 226, and the curve is sometimes called the 
N/A-curve. The endurance limits of stress on a 
10 million reversals basis are ±12’75 tons per 
sq. in.; the limiting range of stress on a 10 
million reversals is 25*5 tons per sq. in., using re¬ 
versed stresses, or the limiting range of stress on a 
10 million reversals basis is 12*75 tons per sq. in. 
The general type of curve is the same for various 
other modes of applying the test, and with many 
different materials. The curves become more and 


Fig. 22G.—-Endurance Curve nearly horizontal to the A-axis as the eri- 

of Mild Steel. durance increases. The curves have a certain 

formal resemblance to the so-called human en¬ 
durance curves, where, owing to muscular fatigue, the speed of, say, a Marathon 
rimner becomes less the greater the distance traversed. The question has arisen 
wlmther a material will fail • at all stresses if the number of repetitions be 
su ciently high, or whether there exists a limiting range of stress which would 
never produce failure. E. M. Eden and co-workers were unable to find a limit 
of stress, however slight, for which the necessary number of alternations required 
to produce fracture becomes infinite. C. E. Stromeyer denied the existence of 
any relation between resistance to alternating stresses, elastic limit, and breaking 


W Vo discus^d by K. Aders, C. 11. Austin, F. Bacon, L. Bairstow. 

h ‘, Basquin R O. Batson and co-workors, K. Baumann, P. Billet and 

H. Waiitz, R. M. Brown, 0. R. Brophy, H. Buchholtz and E. H. Schulz, C. H. Bulloid, 
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K. Cazaud, C. L. Clark and A. E. Wliite, G. Colonnotti, L. Cox, J. F. Ouniiiiigham and 

J. Gilchrist, J. Czocliralsky and E. Henkel, C. H. Desch, H. Deslandres, W. Deutscli, 
H. C. Dows, C. B. Dudley, E. Duryoa and J. Mayer, E. M. Eden, E. M. Eden and co-workers, 
A. Esau, W. H. Finley, O. Fdppl, J. R. Freeman and co-workers, H. J. French and 
co-workers, Y. Fujii, T. S. Fuller, J. C. Gardner, J. Geller, H. W, Gillett, J. C. Godsell, 
H. J. Gough and co-workers, J. H. Grindloy, L. Guillet, G. H. Gulliver, K. G. Guthrie, 
G. A. Hankins, G. A. Hankins and G. W. Ford, D. Hanson, O. E. Harder, V. B. Harley, 

K. Heindhofer and H. Sjovall. W. Herold, B. Hopkinson, E. Houdremont and R. Mailtinder, 

S. A. Houghton, J. E. Howard, C. E. Inglis, P. L. Irwin, D. S. Jacobus, L. Jamiiii, 

T. M. Jasper, C. F. Jenkin, C. F. Jenkin and G. D. Lehmann, C. H. M. Jenkins, H. Kandler 
and E. H. Schulz, J. J. Kanter and L. W. Spring, H. >W. Keeble, C. H. Keulegeii, 
R. L. Keynon, Y. Kidani, W. Knackstedt, F. Kdrber and A. Pomp, J. B. Kommers, 
W. Kuiitzo and co-workers, K. Laute, K. Lauto and G. Sachs, F. C. Lea and co-workers, 
E. Lehr, J. M. Lcssells, R. E. Lewton, K. Ljungberg, C. C. Longridge, F. F. Lucas, P. Ludwik, 
P. Ludwik and R. Scheu, A. Lundgron, D. J. McAdam, F. F. McIntosh and co-workers, 
P. G. McVetty, R. Mailander, F. S. Merrils, J. Miller, H. F. Moore and co-workers, 
R. R. Moore, W. Muller and H. Leber, W. K. Needham, F. H. Norton, J. Oehschliiger, 
A. Ono, R. E. Peterson, E. Pohl and co-workers, W. C. Popplewcll, E. Preuss, V. Prever 
and E. Balrna, H. S. Prichard, W. Riddlesworth, F. Rittershausen and F. P. Fischer, 
T. L. Robinson, T. Robson, F. Rogers, W. Rohn, J. O. Roos, W. Rosenhain, F. W. Rowe, 
N. A. Schaposhnikoff and co-workers, W. Schneider, W. Schwinning and E. Strobel, 
J. Seiglc and F. Cretin, R. Scrgeson, C. Shiba and K. Yuasa, W. R. Shimer, A. Shimizu, 
J. H. Smith and co-workers, T. A, Solberg and H. E. Haven, E. P. and B. H. Stenger, 
R. Stribeck, C. E. Stromeyer, H. J. Tapsell and W. J. Clenshaw, H. R. Thomas and 
J. G. Lowtlier, A. Tliuni and co-workers, J. R. Townsend and C. H. (treenail, L. B. Tucker- 
man and C. S. Aitcliison, C. A. P. Turner, G. B. Upton and G. W. Lewis, G. Welter, 
J. K. Wood, and J. G. R. Woodvine, etc. 


H. J. Gough concluded that a definite limiting range of stress exists for an 
indefinitely large number of reversals, and it can be determined, for all practical 
requirements, by the endurance test on a basis of 10 million reversals. He also 
studied the effect of alternating torsional stresses on a single crystal of a-iron. 
A. Thum and W. J. Wiss found that by subjecting steel to 5,000,000 reversals of a 
load just below the fatigue strength and then repeating the treatment several times 
after increasing the load by 1 kgrm. per sq. mm. every time, the fatigue limit may be 
increased by as much as 20 per cent. If the load is increased after fewer reversals 
the material acquires a greater strength at the cost of a shorter effective life. 
Previous cold-work-increases the fatigue strength and the capacity of the metal to 
withstand overload in dynamic tests. According to H. J. Gough and D. Hanson, 
armco iron after being es^posed to repeated stresses about 40 millions in number and 
0-4 ton less than the limiting fatigue range, shows, microscopically, dark slip-bands 
consisting of fine lines which appear to be masses of slip-bands rather than one 
slip-band widened by attrition. It is doubtful if continuous slipping occurs on the 
planes first formed. A mobile film was postulated to explain the behaviour of 
overstrained metal, particularly with respect to the gradual recovery of elasticity 
after overstrain, but it does not readily account for the fact that recovery of elasticity 
can j:)e attained by subjecting overstrained material to reversals of stress at high 
speed. Failure under repeated stresses does not appear to differ essentially from 
failure under static stresses. When a sufficient stress is applied, slip occurs within 
certain crystals in the material, resulting in local strain-hardening, and when the 
stress is reversed further slij) takes place, but not on the original slip-band, which 
has been strengthened by the previous slip. This process is repeated, and if the 
range of stress is not too great the metal may be sufficiently strengthened to with¬ 
stand an indefinite number of reversals of that range of stress without further slip 
occurring. In this way the formation of a very large number of slip-bands within 
the fatigue range may be explained. The subject was studied by H. F. Moore and 
T. Ver. 

According to W. Herold, the structure of pearlitic steel at the point of fracture by 
fatigue under repeated stress shows that the cementite has been forced towards the 
grain boundaries, whilst lamellar pearlite has been crushed and converted into 
granular pearlite, giving the metal a very coarse-grained structure. In martensitic 



90 INORGANIC AND THEORETICAL CHEMISTRY 

steels the hard ■jy-phase becomes crushed into small particles which are forced thro^h 
the softer €-phase towards the grain boundaries. In some austenitic steels a er 
fracture by fatigue, cementite may be observed at the ^ain boundaries, although 
the presence of this constituent is not visible in the original structure ; in 
cases, the fatigued metal has a nodular structure which cannot further be revived. 
In general, steels which have been hardened and tempered lose their capacity for 
damping, i.e. for converting energy into heat by internal friction after being 
subjected to repeated stresses sufficient to produce failure by fatigue. S. von 
Heydekampf studied the effect of cold-work on the fatigue or endurance limit of steel 
and found that the fatigue limit is raised by cold-work, and similarly with the safe 
working mnge of repeated reversals of stress. 

AttcnjjiU iiavo been made to tind a relation belwcoii ilio safe raiip' of tlie stress, and 
the mean stre^ss of fho eyelc, by W. (terber, H. Lippold, W. Laiinbardt, O. K. Basquin, 

F. ScliafTer, J. (tilclirist, J. Weyraucli, J. Goodman, F. Kogors, B. P. Haigli, A. Wohler, 
.1. 13. Johnson, J. H. Sinitli, H. .1. (iougli, H. F- Mooro and T. M. Jasper, T. M. Jasper, 
H. F. Moore and F. B. Seely, C. F. Htroinoyer, F. C. Lea, etc. Attempts have also been 
inadoto find a relation between the endurance, and other physical properties— c.f/. hardness, 
tensile strength, and imiiact tests--by H. J. Gough, R. K. Moore, I’. D. Merica and co¬ 
workers, W. M. Torse and G. F. Coinstoek, K. L. Templin, T. E. Stanton and R. G. Batson, 
'r. E. Stanton and L. Bairstow, H. K. Sankey, etc. T. Miniey, N. Davidenkoff, F. Breuil, 
A. l^ortevin, H. Seehase, R. Stribeck, and if, le Chatelier discussed the transformations 
of impact energy into tliormal energy during the impact testing of steel. The effect- of 
the shape of the specimen, and of sudden changes in the section of the six'ciinen tested - - 
by flaws, lioles, etc.—-has been discussed by A. WChler, J. O. Roos, B. F. Haigh, 
W. N. Thomas, J. 8. Wilson and B. F. Haigh, E. M. Eden and co-workers. C. E. Inglis, 

K. Suyehiro, E. G. Tokcr, G. I. Taylor and A. A. Griffith, L. Bairstow, H. W. Gillcttand 
E. L. Mach, F. C. Lea, T. E. Stanton, H. F. Moore and co-workers, etc. ; tlic effect of the 
surface finish, by E. M. Eden, G, A. Hankins and M. L. Becker, H. F. Moore and J. B. Kom- 
niers, J. Sondericker, W. N. Thomas, A. A. Griffith, etc. ; the effect of internal stresses, 
by H. F. Moore and co-workers, L. Aitohi.gon, H. W. Gillett and E. L. Mach, 8. Whyte, etc.; 
the effect of surface deearburization, by C. R. Austin; and the effect of corrosion, by 

D. J. McAdam, B. F. Haigh, and R. R. Moore— vide infra. 

The possibility of applying the elastic formulae of W. J. M. Rarikine, A. J. C. B. de St. 
Venant, and C. A. Coulomb, which has been developed on the assumption that the metals 
are homogeneous and isotropic, turns on the fact that although the metal is really an 
aggregate or a colony of minute crystalline grains, and that the formula? are consequently 
nbt true for individual grains, or for small groups of grains, yet with large aggregates-the 
formulae are statistically true in the same sense that mortality statistics enable the death 
rate of a community to be predicted, but are not applicable to individuals. The subject 
has been discussed by J. J. Guest, W. A. Scoble, R. G. Batson, B. P. Haigh, E. L. Hancock, 

L. B. Turner, C. E. Stromeyer, D. J. McAdam, H. F. Moore and J. B. Kommors, 
H. F. Mooro and T. M. Jasper, and T. E. Stanton and R. G. Batson. The effect of 
the speed of repetition upon the fatigue range was discussed by O. Reynolds and J. H. Smith, 
J. B. Kommers, H. J. Gough, H. F. Moore and T. M. Jasper, T. E. Stanton and J. R. Fannell, 

G. A. Hankins, W. Mason, B. F. Haigh, etc. O. Reynolds and J. H. Smith with alternating 
bends, L. Bairstow with alternating tension and compression, and J. O. Arnold with 
repeated impacts observed that the resistance of the metal varies inversely as tlio rapidity 
of the reversal of the stresses, but B. Hopkinson with periodic tensile tests, and J. O. Roos 
with rotary bending tests came to tho opposite conclusion ; while T. E. Stanton, and 

E. M. Eden and co-workers concluded from alternating bending tests that there is no relation 
between the endurance and rates not exceeding 2,000 alternations per minute. T. E. Stan¬ 
ton and L, Bairstow, T. E. Stanton, J. B. Kommers, and E. M. Eden and co-workers, showed 
that in the alternating bending tests, deep grooves and even tool marks on the test- 
pieces spoil the results ; and C. de Freminville, and C. Fremont attribute this to the 
fact that deep grooves and tool-marks stop vibrations^— vide supra^ the action of vibrations. 
L. Aitchison and L. W. Johnson discussed longitudinal and transverse tests— vide supra. 
The effect of understressing was examined by J. H. Smith, H. F. Mooro and T. M. Jasper, 
E. G. Coker, etc. ; and th(i effect of overstressing, by J, H. Smith, H. F. Moore and 
co-workers, etc. 

liailway engineers liavc noticed that with axles and rails, hard metals resist 
alternating bending stresses far better than soft metals, and this is in agreement 
with the olDservations of T. E. Stanton and L. Bairstow, and J. E. Howard. Tho 
last-named reported that steels with 0*75 to 0’80 per cent, of carbon resist very well 
rotary bending stresses, while with higher or lower percentages of carbon the 
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resistance is not so good— vide infra ^ repeated impact tests. Impurities like slag, 
manganese sulphide, etc., were found by M. Longridge, M. Ziegler, and C. B. Dudley 
to act injuriously on alternating bending or rotary stresses, and repeated impacts. 
In the solidification of these impurities, owing to their contraction, they leave 
minute fissures and flaws within the steel, and these enlarge under the influence of 
repeated stresses. According to C. E. Stromeyer, J. 0. Arnold, E. Stead, and 
J. B. Kommers, phosphorus and nitrogen favour resistance to alternating bending 
stresses, but not to repeated shocks ; according to T. E. Stanton, J. H. Smith, and 
E. F. Lake, nickel and titanium favour resistance to alternating bending stresses, but 
not to repeated shocks; and, according to P. Longmuir, occluded hydrogen makes 
the steel more susceptible to fracture by repeated shocks. E. Biard said that the 
relative breakage of railway axles ov^ing to the development of cracks, is as follows : 
Open-hearth steel, 1 ; Bessemer steel, 0-625 ; crucible steel, 0*333 ; puddled steel, 
0-256 ; crystalline iron, 0*213 ; and fibrous iron, 0-092. A. Boudouard also found 
that puddled iron resists vibrations better than soft steel. 

F. Rogers, T, E. Stanton, B. Blount and co-workers, and E. M. Eden and 
co-workers found that the hardening of steel raises its resistance to alternating 
bending stresses, and annealing has the converse effect; J. 0. Gardner obtained 
similar results with rotary bending stresses; J. H. Smith, with alternating 
tensile and compressive stresses; and A. E. Seaton and A. Jude, with repeated 
shocks. A. McWilliam and E. .1. Barnes said that hardening diminishes the resist¬ 
ance of steel to repeated shocks ; and A. Boudouard, to vibrations. F. Rogers, and 
A. W. Richards and J. E. Stead found that overheated steel has a poor resistance to 
alternating bending stresses, but the metal can be restored by a suitable heat- 
treatment. A. Boudouard, and A. W. Richards and J. E. Stead found that a sorbitic 
structure, obtained by hardening and annealing, favours the resistance of steel to 
vibrations and alternating bending stresses; but, according to A. McWilliam and 
E>-J. Barnes, not so with repeated impact tests on soft steels. E. M. Eden and 
co-workers found that no heat treatment improves resistance to alternating 
bending stresses, tension, or compression by raising the permissible load ; the sole 
advantage of heat-treatment is to increase the number of alternations before fracture 
under a given load. L. Bairstow found that a fatigued steel— i.e. a steel whose 
elastic limit has been displaced by repeated stresses—regains its ordinary limit 
after testing for several months, or on treatment with boiling water— vide infra, 
recovery. According to E. P. and B. H. Stenger, there is one certain quenching 
temp, for steel to yield a maximum fatigue strength, and with high-carbon steel 
this corresponds with the 

L. Aitchison and L. W. Johnson found that the fatigue strength is higher with 
specimens cut parallel to the direction of forging than it is with specimens cut 
at right angles to that direction. H. F. Moore observed that the failure by fatigue 
of the metals he examined was due to the growth of minute flaws and cracks; and it 
is generally agreed that fracture takes place gradually by the development of a 
flaw, which, to begin with, may be microscopic. For K. Yuasa’s observations, 
ride supra, tensile tests. According to J. A. Ewing and J. C. W. Humfrey, 
A. E. Seaton and A. Jude, W. Schwinning and E. Strobel, and T. E. Stanton and 
L. Bairstow, the development takes place either by slip-bands or twinnings. 
A. E. Seaton and A. Jude, F. Rogers, T. E. Stanton and L. Bairstow, and W. Giesen 
consider that the flaw develops by preference within the ferrite. 

The observations of J. A. Ewing and co-workers on the development of slip- 
bands and cracks when a metal is subjected to alternating stresses, have been 
previously discussed. T. E. Stanton and L. Bairstow obtained confirmatory 
results. One of the characteristic features of fractures due to stress reversals is the 
fact that they occur al)ruptly without the local drawing out and necking associated 
wdth ordinary tensile tests wdth ductile materials. This phenomenon fits very well 
into the slip-band hypothesis. J n agreement with some observations of H. F. Moore 
and J. B. Kommers, H. J. Gough and 1). Hanson found that with armco iron the 
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endurance limit may be greater than the static yield-point. Analogous cases wliere 
the endurance limits are higher than the proportional elastic limits have been 
reported by H. F. Moore and T. M. Jasper, R. R. Moore, D. J. McAdam, and 
J. M. Lessells. H. J. Gough and D. Hanson observed that with static stresses, 
below the limit of proportionality, there is no indication of strain, but for 
stresses above the proportional limit, definite markings developed like the slip- 
bands produced by elastic strain ; with alternating stresses, just below the limit of 
proportionality, after 11,750,000 cycles, surface markings developed on only a few 
crystals, the other crystals showed no evidence of stress, and with stresses a little 
above the proportional elastic limit, the markings were the same as before, but more 
crystals were affected. With stresses greater than the static yield-point, but less 
than the endurance limit, dark areas appeared on some of the crystals. These 
areas contained numerous slip-bands, proving that the slip-bands develop at 
stresses below the endurance limit, and that the production of those bands is not a 
criterion of ultimate failure by fatigue. D. J. McAdam, and A. M. Binnie studied 
the corrosion fatigue of iron ^—vide infra, corrosion. 

L. Bairstow found that a specimen of axle steel with a yield-point of 55,700 lbs. 
per sq. in. and an ultimate strength of 85,500 lbs. per sq. in., when subjected to 




Fio. 227.—Elastic Hysteresis Fig. 228.—Effect of Reversals on the 

under Repeated Stresses. I’ornianent Sot. 


equal and opposite stresses of 31,600 lbs. per sq. in., gave a straight line as the cycle 
of extensions, but as the number of cycles increased to 18,750, the width of the 
hysteresis loop was about 11 per cent, of the original elastic extension. As the 
stress on the specimen was increased to 33,600 lbs. per sq. in., the width of the loop 
increased, so that with a stress of 45,200 lbs. per sq. in., and 29,280 cycles, the loop 
became very wide. At lower stresses the width of the loop tended to a constant 
value as the number of cycles increased, and at higher stresses the width of the loop 
decreased with an increase of cycles. When the stresses were not completely 
reversed, a “permanent extension” was developed, due to the repeated stresses, 
and he called it the cyclical 'permanent set. Observations on the hysteresis loops 
were made by J. A. Ewing, B. Hopkinson and G. T. Williams, F. E. Rowett, 
J. J. Guest and F. C. Lea, J. Arnott, H. F. Moore and J. B. Kommers, H. J. Gough 
and D. Hanson, J. H. Smith, J. H. Smith and G. A. Wedgwood, etc. 

L. Bairstow studied the development of the cyclical permanent set with reversals 
(Fig. 228). At each stress range the cyclical permanent set appears to be approach¬ 
ing a constant value, which was in some cases temporarily preceded by a higher 
value. The constant values attained with the two specimens shown increased witli 
the intensity of the applied range. L. Bairstow plotted these constant values of the 
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cyclical permanent set against tlie applied stresses, and obtained an approximate 
straight line intersecting the stress axis at a positive value. He concluded that a 
range of stress was indicated under which the material would possess or attain a 
state of perfect elasticity under indefinite repetitions of the stress range. This 
means that the fatigue range is an elastic range. In the case of reversed stresses no 
permanent extension occurred during the test. 

The phenomenon of creep (Fig. 228) was studied by R. W. Bailey, L. Bairstow, 
R. G. Batson, R. G. Batson and H. J. Tapsell, H. J. Tapsell and co-workers, 
H, J. Gough and D. Hanson, W. Herold, W. Kerr, F. Korber and A. Pomp, 
F. C. Lea, W. Mawson, K. Memmler and K. Laute, L. S. MoLsseiff, E. Pohl 
and co-workers, A. Pomp and co-workers, A, Pomp and W. Enders, W. Rohn, 
W. Rosenhain, L. W. Spring, H. Stager, etc. - vide sufrOy plastic flow. , H. F. Moore 
and J. B. Kommers stated that when a metal is stressed above a certain value, 
plastic yielding and creep occur with certain unfavourably placed crystals. 
This, they said, causes a local redistribution of internal stresses, which may 
cause an increase or decrease of stress in the immediate vicinity. A local increase 
of stress acting on a suitably placed cleavage plane may cause further slip, which 
induces a further redistribution of the stresses. With some ductile metals, 
creep may produce a sudden yielding at a particular load, and in others it may 
continue until it reaches a maximum. This creep increases as the stress increases, 
until finally a stress is reached at which the creep continues indefinitely and the metal 
fails. It the (‘reep under a certain stress has ceased, the portions of the metal which 
have not suffered plastic deformation will be under a higher stress than those which 
have slipped. When the stress is reduced, slip may occur in those parts previously 
free from slip. Wlien the stress reaches zero the redistribution of stress continues in 
the form of the so-called elastic after-effect. Hence, creep and elastic after-effect 
are two aspects of the same process, the one positive creep and the other negative. 
H. F, Moore and J. B. Kommers continued : 

The well-known fact that metal which is stressed below its endurance limit is strength¬ 
ened is in Itself sufticient to show that even at these lower stresses there must be an action 
in the material which is not elastic. It is difficult to conceive how elastic action could 
strengthen the material, but it is easily understood how inelastic action could do this. 
The evidence of slip-bands and hysteresis loops at stresses less than the endurance limit of 
the material is further evidence that a material has the power of adjusting itself to cycles 
of stress if these cycles of stress are within certain limits. That a process of strain-hardening 
is going on imder repeated stresses below the endurance limit is evidently quite as possible 
as it is under the action of static stresses above the yield-point. 

The creep at an elevated temp, was studied by F. C. Lea and co-workers, who 
found that, at a given temperature, there is a limiting creep stress above which the 
material is viscous ; at ordinary temp., and with stress above the static yield-point, 
specimens may show a fairly steady creep for hours, but the creep eventually ceases 
if the stress is below the ultimate strength. This shows that at a given temp, 
there is a stress below which creep ceases, and above which it is continuous. 
H. F. Moore and J. B. Kommers added that “ the limiting range of stress appears 
to be that range below which molecular slips can4:ake place in the material, but after 
which new bonds may be established. This new bonding is materially helped by 
raising the temp., and also by permitting slip to take place in very small increments 
during the application of cycles of stress. If the applied stress exceeds a certain 
value the relative movement of the molecules is too great to permit re-bonding, 
and molecular separation occurs, which results in the formation of a fatigue crack 
and final failure.'’ 

L. Bairstow compared the yield in static and fatigue tests. In Fig. 229 the 
curve FABC represents the ordinary load-elongation static test for axle steel; 
while the curve FEJHBC represents the total elongation produced by repeated 
stresses, when the upper limit of the safe range coincides with the ordinates of this 
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cHrvc. Thus the repeated application of n safe range of stress with a Mij)erior limit, 
OG, produces a total permanent s(>t equal to GII ; FE represents half the safe range 

(»£ stress and it produces no pennanent 
elongation. Between this stress and tlic 
static yield-point, the permanent set is 
greater with a repeated stress than with 
a static stress. The two curves are the 
same at the static yield stress, and remain 
so for higher stresses, so that the curve 
FEJHBC is continuous. Hence, for 
stresses below the yield-point, iron and 
steel can maintain an unstable condition 
for a considerable time under cyclic 
stress. The first application may not 
show a measurable extension, but the ex¬ 
tension may be greatly augmented under 
a constant cycle of repeated stress. The 
region EABJE can be explored by re¬ 
peated stresses, but not by a single appli¬ 
cation of stress as in a static test. Accord¬ 
ing to H. F. Moore and J. B. Kommers, 
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this indicates that the elastic limits and yield-points of static tests cannot be 
correlated with endurance limits. ('. L. Clark and A. E. White studied the effect 
of temp., and found that if xj denotes the stress in lbs. per sq. in., and t the 

I_ e I *1 I. 1 -ti .. 


duration of the stress in hours, xf 
metal. They found for steels : 


where a and h are constants for a particular 
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While the term fatigue is an effect which will finally hM(l to fracture, tlie term 
recovery is ajiplied to the opposite effect. J. A. Ewing found that overstrained 
iron or steel gradually approaches its original unstrained state with time, and 
J. Muir added that the recovery may occupy 17 days, but the recovery may be 
accelerated by raising the temp, to 100^ The observations of J. H. Smith, and of 
H. F; Moore and T. M. Jasper, sliow that for any degree of overstressing there is 
a limiting number of reversals below which the fatigue range is not affected, and that 
this limiting number decreases as the magnitude of overstraining increases. 
Overstressing has a greater effect on hard than it has on soft steels. Where the 
effects of overstressing are negligible, it is assumed that recovery lias taken place. 
H. J. Gough defines recovery as that process by which a metal attains, or tends to 
attain, a state of elasticity from a non-clastic state, (i) Recovery by the application 
of repeated stresses. Some metals, under safe ranges of stress, have a large primary 
hysteresis loop ; and under the application of repeated stresses the loop diminishes 
in width so that a state of elasticity is attained and maintained indefinitely. Hence, 
repetitions of a safe range of stress constitute an effective agent of recovery. In 
some cases a similar phenomenon occurs with unsafe ranges of alternating stresses, 
(ii) Recovery by rest. There is nothing to show that a state of elastic hysteresis is 
affected by rest, but with ranges of stress exceeding the limiting range, J. H. Smith 
^ Wedgwood, W. E. Dalby, and H. J. Gough showed that rest lias a marked 
effect in diminishing the area of the hysteresis loop. Recovery by rest occurs 
whether the specimen is under stress or free from stress, (iii) Recovery by mild licat- 
tre^ment. J. Muir, and R. H. Greaves have shown that a mild heat-treatment— 
vide 5wp-a—accelerates the recovery produced by resting, (iv) Recovery by 
annealing. If an annealed specimen with a definite primitive limit of proportion- 
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ality and yield-point be subjected to repetitions o£ a range of stress, tlie primitive 
limits are rapidly readjusted; and if, after a few repetitions, the specimen be 
annealed, the primitive properties of the material reappear. E. G. C'oker, and 

E. J. McCaustland discussed the effect of low temp, on the recovery of steel from 
overstrain. 

Several hypotheses have been suggested to explain fatigue. The crystallization 
hypothesis has been discussed. J. Goodman assumed that a range of alternating 
stress should be regarded as a live load superposed on a statical load, so that the 
live load has the destructive effect of a suddenly applied load. This does not agree 
with the general form of the S/N-cmve. J. Bauschinger s range of natural elastic 
limits did not imply any mechanism by which the elasticity was attained. 
J. A. Ewing and J. C. W. Humfrey applied their theory of deformation by slip, or 
slip-bands. G. T. Beilby, and W. Rosenhain developed the theory of the produc¬ 
tion of an amorphous phase by deformation through mechanical strain. B. P. Haigh 
assumed that the change from the crystalline to the amorphous phase precedes t!ic 
gliding action, so that the glide is a result of the change of phase and not the cause, as 
assumed by G. T. Beilby. The actual slip is a protective agency against fatigue, 
and not a contributory cause. Once a cyclic state has been established, the inelastic 
work done per cycle is a function of the range of applied stress, whether that 
range is safe or unsafe. Hypotheses on the subject have been developed by 
A. A. Griffith, S. L. Smith and J. V. Howard, C. F. Jenkin, and W. E. Millington and 

F. G. Thompson. H. J. Gough thus summarizes B. P. Haigh’s theory of the 
hysteresis: 

In a metallic tost-pieco subjected to repeated stresses, certain moleeides are in unstable 
positions, some being ready to bo projected from the crystalline lattice into the vitreous 
state. Under repeated stresses, a dual jiroeess of crystallization and docry.stallizatiou is 
m action. This is equally true ^vhether the range is safe or unsafe ; also, as tlie change of 
state is associated with gliding motion reshstod by friction, the })ro< ess will not be thermo* 
djmamically reversible, and work will bo done on the specimen by tlie (‘xternal forces 
producing a lij’sterosis loop. B. V. Haigh has likened this dual action, with the ensuing 
iieat loss, n.s equivalent to the action of a reversed heat engine with a considerable thermal 
leakage. Under safe ranges of stress, the dual actions of ravage and repair will either 
balance each other, resulting in a steady rate of evolution of heat, or the repair forces may 
slightly preponderate and the heat evolution will gradually diminish. When the applied 
range is increased, the dual action occurs at a greater number of zones, and more actively 
at each of the original zones. The mechanism is still the same, molecules being cyclically 
projeete<l from and into the crystalline lattice by an orderly arrangement of replacement. 
So long as this continues, the limiting range of stress heis not been exceeded. At some stage, 
however, the simultaneous movement of such a large number of neighbouring molecules 
renders impossible the previous orderly replacement, and cavities form whicli subsequently 
develop into cracks. The fatigue range has been exceeded, and the process is now' 
mechanically, as well as thermo-dynamically, irreversible. Thus, tlie limiting condition 
18 that the dual processes of crystallization and decrj'stallization shall no longer balance 
each other, but produce cumulative effects. 

H. J]. Tresca showed that homogeneous and isotropic solid substances under 
deformation obey the laws of the flow of liquids, and that, from this point of view, 
solids can be regarded as liquids possessing a greater or less degree of viscosity; 
and F. Robin found that the law is applicable to wire-drawing and to the rolling 
or forging of carbon steels. The crushing of a body depends on its physical condition 
and geometrical form, and it is usual to keep the shape of the test-piece constant— 
a straight cylinder with circular bases. The bases undergo friction from the 
crushing surfaces so that the flow of the metal is different at the extremity bases 
and at the middle. The cylinder generally bulges out so that the equatorial or 
medium diameter is greater than the diameters at the ends. H. E. Tresca also 
observed that under the influence of shock, delivered at the same rate, the resulting 
deformations are larger, the greater the intensity of the shock ; and on similar 
test-pieces the deformations arc similar and proportional to the shock. The 
specific work performed by shocks of equal intensity, in kilogrammetres per c.c., on 
similar shaped solids of similar materials, results in equal amounts of crushing 



oc inorgank; and theoretical chemistry 

deformation. J. V. Poncelet showed that the greater the amount of deformation on 
the surface receiving the shock, the less the lag on the bases ; the difference in the 
deformation at the two bases increases with the intensity of the shock; and the 
form of the cylinder under compression is symmetrical only m the case ot static 
compression. Tlie median bulge is greater the more slowiy the test is conducted, 
and the less smooth the bases of support— vide supra , plastic flow. 

A. Martens, C. Codron, and F. Robin discussed the work done during the 
deformation, as well as the resistance to crushing as affected by the dimensions of 
the test cylinders, the number of blows delivered, and the rate of succession of shocks 
by impact. According to F. Robin, in the neighbourhood of atm. temp., the 
resistance to crushing (Fig. 230) of pearlitic carbon steels varies but little. If the 
metal be f ^/oled the resistance increases, and there is a sudden rise at about —80^, 
and a high value is attained at —185". The resistance to crushing at —185" is a 
little more than one and a half times its value at 15" ; that of steels containing free 
cementite is very high at these low temp. A rise in the temp, from 0" to 300" 
diminishes the resistance of carbon steels to crushing. The curve is not uniform 
throughout this interval, but assumes a wavy direction, which more often than not 
is distinguished by a marked fall in the re.sislance at about 100". At about 300" 

all the curves of the carbon steels 
attain a minimum. The resist¬ 
ance to crushing is at this temp, 
lower than it is at any other 
(‘xcept when a red-heat is reached. 
Above 300" the curves rise, and 
the resistance to crushing increases 
up to about 500", where it reaches 
a maximum which occurs pro¬ 
bably a little below the exact 
temp, of 500". Above 500" the 
resistance of the metal decreases 
rapidly up to 1000", carbon steels 
being ranged at that temp, in the 
same order as at the ordinary 
temp. Above 1000" with highly 
carburized steels, or above 900" with mild and dead-soft steels, the diminution of 
the resistance to crushing in terms of the temp, takes place very slowly. Steels 
containing free cementite are somewhat resistant at about 1300", and commence 
to split beneath the shock and to lose their cohesion. Dead-soft steels, on the 
contrary, are still forgeable at 1480", where their resistance to crushing reaches 
about 1-5 kilogrammetres per c.c. At higher temp, the metal burns or fuses, 
and is no longer forgeable. The curvature appears to be very nearly uniform 
at a red-heat; at a nascent red-heat, only in the case of steels with a high 
percentage of carbon ; soft steels and dead-soft steels appear to present two 
successive bends towards 500° and 600". The difference between the maximum 
and the minimum resistance to crushing does not vary greatly in its absolute value. 
This difference does not depend on the percentage of carbon, but seems rather to 
bear a ratio to the amount of foreign elements present, and, in particular, to elements 
dissolved in the iron. 

The presence of phosphorus greatly increases the resistance of steels to crushing. 
Thus the resistance of a steel containing 0*06 per cent, of carbon and 1 per cent, 
of phosphorus is equal to that of a rail steel containing 0*4 per cent, of carbon. 
The influence of phosphorus is to produce a rapid decrease in the resistance to 
crushing at a red-heat; its intensity may fall below that of other steels so long as 
the percentage of phosphorus is fairly considerable. The presence of sulphur 
appears to harden the steel somewhat at about 700" and at a higher temp. Burnt 
steel (steel contaminated with oxide) revealed no anomalies in the curve of resist- 



Fia. 230.- Tho Resistance of Carbon Steels to 
Crushing at Different Temperatures. 


IRON 


97 


;mcc‘ to crushinj^ Ilje pivseuco of silicon or of man^auosc in Hinnll pprcentaiicH 
ill carbon steels does not appc'ar to oxcri imicli influence on the oppearanoo of tbo 
curves. 

Cast iron cannot be regartlod as forgeable, and the investigations relating to 
this part of the subject have been but few in number. Generally speaking, it was 
not possible to obtain a reduction of one-fifth in the depth of normal cylinders, 
so that the crush numbers had to be ascertained by interpolation from the results 
obtained with lesser degrees of crusliing. The presence of phosphorus greatly 
increases the resistance of cast iron, and the appearance of the resistance curves 
differs from that of the steels. The fall in the resistance to crushing is very nearly 
uniform from 300'^ up to the temp, of fusion. Neither a maximum nor a minimum 
can be seen. Cast iron generally, and phosphoric pig iron in particular, crack on 
forging before the temp, of fusion, and have no cohesion. When the fusion point 
of the eutectic is reached, the elements separate in a granular form, and crushing 
yields nothing but a shower of sparks.'’ A. Pomp gave for the crushing strengtli 
of steel with 0*5 per cent, of carbon, 14-5 tons for rods 10 mm. diameter; and 
with 0*06 per cent, carbon steel, 12-7 tons. 

In general, pcarJitic steels undergo the same variations as carbon steels ; varia¬ 
tions in the resistance to crushing may be greatly reduced or even obliterated by 
the presence of a sufficient amount of an element in soln., such, for example, as 
chromium. Martensitic steels yield a decreasing curve which possesses neither 
maximum nor minimum ; the greatest fall in resistance commences at 500°. 
Austenitic steels vary little in their resistance to crushing up to about 550° or 600°. 
The resistance to crushing increases considerably at liquid air temp. Starting 
from 0° the curve is in general practically rectilinear up to about 600°, where the 
most important fall in the resistance occurs. Special steels containing the free 
carbide and the high-speed steels behave similarly. Their resistance at ordinary' 
temp., and particularly at about --190°, is, generally speaking, high. Some steels 
preserve a high degree of resistance to crushing at high temp., a resistance much 
greater than that of caibon steels. The presence of nickel favours this resistance 
at high temp.— vide the special elements. 

P. Galy-Ache showed that for copj)er and iron the elastic limits under tensile 
stress and compression arc the same. M. Koepke and E. Hartig, and R. Thurston, 
found that brittle metals showed a constant relation between the resistance to 
fracture under tensile stress, and under compression. F. Robin added that the 
resistances to fracture by tensile and compressive stresses are not comparable, 
but the elastic limits under tensile stress and compressive static stresses can be 
compared, and for pearlitic carbon steels, they are generally the same ; but M. Rude- 
loff found that for nickel and manganese steels they are quite different. J. 0. Arnold 
gave 40 to 60 tons per sq. in. for the crushing strength of cast iron. Observations 
were also reported by A. P, Carman and M. L. Carr, H. L Coe, M. Denis, G. H. Gul¬ 
liver, H. I. Hannover, S. H. Ingberg and P. D. Sale, R. L. Keynon, E. Kieft, 
F. Korber and H. Muller, M. Lorenz, P. Liidwik and E. Schen, W. Mason, 
H. Monden, S. Nadasan, F. B. Seely and W. J. Putnam, E. Siebel and A. Pomp, 
C. A. M. Smith, A. H. Strang and L. E. Strickenberg, W. C. Unwin, and A. Victorin ; 
and H. A. Schwartz measured the effect with malleable cast iron. 

Only ill the case of metals like copper, silver, and aluminium does a variation 
of temp, cause the physical properties to vary in a continuous manner ; with iron, 
the alloy steels, and many other alloys, the variations in the properties display 
sudden changes. These metals are known to undergo transformations, and there 
may be some relation between these transformations and the variations in the 
physical properties. M. Leblant and others have noticed that starting from 100°, 
the elongation may take place intermittently, and it may be accompanied by jerks 
and noises. Steels show characteristic properties at about 15° and 400°, and this 
is in agreement witli F. Robin's results except for the hardness developed by 
mechanical deformation, and the notched-bar brittleness after cold-working, which 
VOL. xm. H 
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indicate that steel is harder and more brittle after mechanical working at 4:00 
than it is at 15° M. LebJant also found that the resistance, and the proportional 
limit elongation are a inininium at about 100°, while from 200° to 400 there is a 
maximum resistance, and a minimum contraction and elongation. Ihis explains 
the greater likelihood of breaking a test-piece while deforming it within the latter 
range of temp., than there is in testing it between 20° and 100 . The results with 
dynamic tests are different. The resistance to crushing under shock is a 
minimum at 300°, and the ductility shown liy the median bulge is a maximum 
at this temp., whereas the tendency to fissure, and the crushing brittleness are 
here lower than at neighbouring temp. As F. Robin shows, it is difficult to draw 
any conclusions as to the constitution of iron from these results. Between 0° 
and 100°. liie hardness, the elastic limit, the resistance to breaking, and the resist¬ 
ance to crushing deciease, and hence it might appear as if the elongation would be 
augmented, but it diminishes. Again, from 10()° to 2(K)° the elastic limit is low 
and there is but little elongation, while the resistance to stress, and hardness increase; 
the resistance to crushing is low, and the interstrain hardness due to deformation, 
and the median bulge increase. Hence, each physical property exhibits dis¬ 
continuity at very different jxunts, and the part played by the different states of 
iron has not been determined for each case. 

According to F. Robin, from a visible red-heat ui)wards, it a])pears that all the 
proj)erties resulting from static or dynamic effects agree, not pcrhajis numerically, 
but in their modo of variation. The rate of sj)ecd of the stresses applied act, 
therefore, uniformly on steel and on other hard metals, such as lead in the cold, 
in proportion as they lose their elasticity. It would ap})ear that from this temp, 
onwards metals become pasty during their transition to the liquid state ; the 
results of various tests collated resemble each other in a general way. A variation 
in tile allotropic state, such as that of iron, appears, tliercfore, but little marked. 
Towards 700° the curves of steel have a liend which might be referred to the allo¬ 
tropic transformation point; but copper and nickel give similar results at 
neighbouring temp. The transformation of a-iron into ^-iron may, however, ])etray 
itself in the curves representing the variation of the mechanical effects in terms of 
the temp, without the possibility of definitely «afiirming that it does so. The hardness 
curves and curves of the resistance to crushing show that the steels give curves wliich 
become very nearly horizontal at about 8(X) ’. Unlike the case of metals which 
do not possess transformation points, such as coj)per, the resistance of the metal 
decreases rapidly and uniformly at a cherry-red heat, there is with steel a break in the 
curve. M. Leblant found a similar break during the tensile testing of steels contain¬ 
ing 0-2 to 0-4 per cent, of carbon. He even f(/und a slight increase in the resistance 
to breakage for a dead-soft steel at afioiit HC)0\ These remarks are not based 
upon decisive results, but they agree witli the recent oliservation made by W. Rosen- 
hain and J. V. W. Humfrey. They remarked that, when making tensile tests i)i 
vacuo on thin, ])olished, and heated dix*s of several metals, at about H(X)°, the teni}). 
in the neighbourhood of the transforniation ofy- to ^-iron in a soft steel, the appear¬ 
ance of the deformed metal under tensile stress altered in a characteristic manner ; 
the point of least resistance of the metal when heated unequally is found at the 
limit of a-iron shown by the deformation and by a more* resistant zone ; although 
at a temj). slightly higher and ])robnh]y correspond in g to the sphere of influence 
of ^-iron. The diametrical bulge, which diminishes from 9()0' to l(XXt° upwards, 
indicates the commencement of the disintegration of the metal and the diminution 
of the cohesion of the grains. It does not indicate the return of the metal to its 
anterior condition, for the other properties belie this hypothesis. 

J. E. Howard studied the cubic compressibility, the cold flow, and the crushing 
strength of iron and steel. The test cylinders were 2*5 diameters long; the com¬ 
pressions are expressed in lbs. per sq. in. The results are summarized in 
Tabic XXXIVb The specimens began to bulge laterally under the influence of 
free compressive stresses when the elastic limit was passed, and thereafter the 
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stress per sq. in. increased for a time, whilst tlie shortening in length and incrt^ase 
in diameter continued. Whilst the gross load was gradually increased to the end 
of the test, a period was reached where tJic stresses per sq. in. on the sectionid 
area, as it existed, ceased to increase, and for an interval the flow was continuous, 
with practically no increase of stress. This period marked the ultimate com¬ 
pressive resistance of the metal. No marked difference in tensile strength resulted 
from the cubic compression ; neither was the ductility of the metal, as indicated 
by elongation and reduction of area, materially changed by the compression. Under 
ordinary free tests by tension or compression, certain stresses—below the elastic 
limit— do not cause any change in the physical properties ; but stresses exceeding 
the elastic limit usually bring about a series of phenomena which culminate in 
rupture or disintegration. Under cubic compressicui, no press, were reached 
which gave evidence of such a tendency in the ultimate result as that caused when 
the flow of metal occurred. This means that whilst it is probable that there is a 
restricted molecular orbit represented by the elastic limits of tension and com- 


Table XXX The Cubic Compression of Ikon and Steed. 
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pression, and that these orbits may be disturbed and thrown into new positions 
by loads exceeding the elastic limit, in the case of cubic compression, sufficiently 
high press, to disturb them were not employed in the experiments—nor is it certain 
whether such a limit can be attained by the means employed. J. Bauschinger's 
results are indicated in Table XXXIV. Observations were made by J. G. Dagron, 
W. K. Hatt, A. Portevin and F. le Chatelier, and S. H. Ingberg and P. D. Sale. 

J. 0. Arnold holds that compression tests furnish by far the best mechanical 
means of measuring the molecular rigidity of metals, because the interfering effects 
of variations in intercrystalline cohesion are reduced to a minimum. The flow 
curve for normal steels falls off until the iron contains 0*89 per cent, of carbon 
when it is practically stationary to 1*5 per cent, of carbon, for the dotted line in 
the curve is taken to represent the true result—the downward flow of the observed 
curve being due to the undesired separation of some graphite and the consequent 
production of a little soft iron. The annealing curve up to 0*89 per cent, of 
carbon measures graphically the effect on the flow from diffused to crystallized 
cementite; when more than 0*89 per cent, of carbon is present, the curve 
l)asse8 downwards, until, at 1*47 per cent, of carbon (most of which exists as 
graphite), the flow is actually greater than that of iron alone. This is attributed 
to the loosely deposited graphite crystals being themselves capable of some com- 
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prcsHioii. The curve for hardened steel shows that molecular flow ceases with 
0*89 per cent, of carbon, wliilst the curve is very steej) in passing from 0*2 1o 0*6 
per cent, of oar bon. 

T. W. Richards^® gave j3 for the cueff. of compressibility of a-iron at 

20'^ with press, of 100 to 500 atm.; this datum was afterwards corrected to 
0*0^60. E. Goens and E. Schmid gave 5*8x10-1''^ dyne per sq. cm., and 
P. W. Bridgman, 5*9xl0“^3 dyne per sq. cm.; E. Griineisen gave 0*0662 at 
-190° for press, of 10 to 150 atm.; O-OgGS at 18° ; O-OgGS at 128° ; and O-OeGG at 
165°; E. Madelung and R. Fuchs, 0-0^61 megabar per sq. cm.; and A. Mallock 
gave O-OgGi at 20°. L. H. Adams gave jS=0-0q 60 ; and for dj3/dp, -~0-0n4. 
R. F. Mehl and B. J. Mair calculated from the compressibility of invar-steel, with 
iron in they form, that the compressibility of y-iron is 0*0685, a value which would 
make y-iron to be more compressible than a-iron. 

Observations on steel were made by H. V. Regnault. E. Amagat gave 0*06()8 ; 
and P. W. Bridgman, 0*0655 at 6500° atm. and 20°; and at 10,000 atm. press., 
0*06G0 at 10°, and 0*0662 at 50°. E. Madelung and R. Fuchs gave for steel 0*0661 
megabar per sq. cm., L. H. Adams and co-workers gave 0*06575 for a 2 per cent, 
carbon Bessemer steel, and a 0*8 per cent, carbon tool-steel. R. F. Mehl gave for 
the internal press., 587 kilomegabars, and for the maximum disruption press., 
1884 kgrms. per sq. mm. R. F. Mehl and B. J. Mair observed that a quenched, 
eutectoid steel, with 0*89 per cent, carbon, and highly martensitic, had a com¬ 
pressibility of 0*0661, and the same result wasf 
obtained after the steel had been annealed. A 
quenched, hypereutectoid steel, with 1*36 per 
cent, carbon, had a compressibility of 0*0683, and 
after annealing, 0*0685. The normal sp. gr. of 
the hypereutectoid steel showed that the high 
compressibility is not due to pore-spaces in th(‘ 
metal. Though the compressibilities of iron and 
of eutectoid steel are the same, the Brinell's 
hardness are, respectively, 75 and 241. The 
results show that the hardness of steel produced 
by quenching is not caused by any change in the 
normal cohesive forces. The fact that a glass-hard steel suffers the same vol. 
decrease with an increase of press, as does an annealed steel, is explained by 
the slip interference theory of hardness on the assumption that no increase in the 
binding forces between the atoms occurs on hardening, for the hardness is supposed 
to be caused by the mechanical arrangement of the structural units. L. H. Adams 
and E. 1). Williamson gave for wrought iron; j3xl0®=0*60 to 0*68; and for 
cast iron, 0 89 to 1*45. Cast iron, at a press, p megabars, suffers the vol. 
change, (3dv/v) Xl0®=2*04(p—69)—G*l(p—69)210“"*—10, and has j8x 106--2*010 
—0*152(p— 20()0)10~'*+0*0()6e~o oo3(p-2ooo). compressibility of cast iron 

between 0 and 12,000 megabars is indicated in Fig. 231. P. W. Bridgman’s experi¬ 
ments on the compressibility of rolled metals show that neither variations in 
grain-size, nor mechanical strain make any appreciable difference to the com¬ 
pressibility, so that an increase in hardness caused by either or both these effects 
can have no marked influence on the compressibility. If lattice distortion be a 
cause of hardness in steel, it will be produced by an alteration of the interatomic 
forces, and this should make an appreciable difference in the compressibility 



Fi(J. 231.—The Compressibility 
of Cast Iron. 
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§ 19. Thermal Properties ol Iron and Iron-Carbon Alloys. 

The thermal expansion of iron has to be taken into consideration in the con¬ 
struction of iron bridges, in fixing buckstays of furnaces, etc. Under the influence 
of the sun's rays, the Eiffel Tower twists from east to west, its point forming an 
arc with a diameter of about 4 inches. After sunset, the tower slowly untwists. 
The twisting is greater in summer than it is in winter. There are many records 
of measurements of the coeff. of thermal expansion of iron and steel, made usually 
upon commercial samples, where the composition is not usually stated. This, 
of course, makes the results of less general importance. A. L. Lavoisier and 
P. S. Laplace ^ gave 0*04122045 for wrought iron, and 0*04123504 for soft iron drawn 
into wire ; and E. Troughton, 0*04144010 for iron wire. J. Sraeaton gave 0*04125833 
for spft iron; M. G. von Paucker, 0*0411612; H. Kopp, 0*04125; H. Rudolph, 
0*041197 ; J. F. Daniell, 0*0411808; A. Gray and co-workers, 0*04124 for soft 
iron; and H. Fizeau, 0*041210 for electromagnet iron at 40°, and 0*041228 at 50°. 
P. L. Dulong and A. T. Petit gave 0*041182 for iron between 0° and 100°, and 
0*041469 between 0° and 300°; P. Glatzel, 0*041387 between 16" and 100°; and 
for wrought iron between —45° and 100°, T. Andrews gave 0*0586; between 
—18° and 100°, 0*04114 ; and between 100° and 300°, 0*04133. I. von Zakrzewsky 
gave 0*041092 between -103° and 25° ; 0*041110 between -78° and 25°; 0*041252 
between 25° and 100°. E. Gruneisen gave a=0*05907 between —190° and 17°; 
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and 0*041189 between 17^ and 100”, H. G. Dorsey gave O O^OSO between -~18(r 
and 20” for purified iron, and O-OsSdO for iron with 1*4 per cent, of carbon. For 
iron with 0*057 per cent, of carbon, 0*13 manganese, and 0*05 silicon, H. Ic ('hate- 


500” 

800” 


and 600”; 0*04165 
F. Henning gave 


I ts-o 


\ 

\ 

I 


I0’0\ 


7-5 


Her gave 0 * 04 ! i between 0” and 100”; O O 4 I 6 between 
between 6 (X)” and 700”; and 0*0415 between 7(X)” and 
for wrought iron with 0*1 per cent, of carbon, 

0*05919 between —191” and 16°. Observations 
were also reported by F. C. Calvert and co¬ 
workers, R. Roberts, R. S. Woodward and co- 
workers, W. Broniewsky, A. Borsch, C. Mark¬ 
ham, J. Seigle, etc. K. Honda observed 0*(XXX)13 
for iron at 100”; 0*0000149 at 300”; 0*0000158 at 
500”; and 0*0()00154 at 600”; whilst S. Sato 
obtained 0*0000212 between 906” and 1400”; 
and 0*0000125 between 1400” and 1535”. 

S. Sato gave 0*0(XX)16, but 0. C. Ralston 
showed that 0*00(X)125 agrees better with the 
observed data. The best representative data 
are plotted in Fig. 232. The curve shows clearly 
how the coeff. of expansion of y-iron exceeds that of a-iron ; and that it is probable 
that the curve for 8 -iron is a continuation of that for a-iron. 0. C. Ralston calcu¬ 
lated from these and the sp. gr. data, the average changes in vol. as purified iron 
is heated from 0” to 1670” : 
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Fia. 232.-— The Coefficients of Ther¬ 
mal Expansion of Purified Iron. 


Ft)i rn of Iron 
a-iron 
y-iron 
y-iron 
8-iron 
a-iion 

Melting-point 
Molten iron 


Temperature range 
0° to 906° 
906° 

900° to 1400° 
1400° 

1400° to 1535° 
1535° 

1535° to 1670° 


Cliango in volume per unit 
volume, or dv/v 
0'00p014 per degree 
dv/v =.-00846 
0-000021 per degree 
dv/v =:-f 0-002553 
0-0000125 per degree 
dv/v 0-036 
0-000483 per degree 


R. Bach was not satisfied that his thermal expansion, and X-radiograms agreed 
with the assumption that the a-state of iron is distinguished uniquely from the 
/3-state by magnetic differences. H. Quinney found that the change from single 
crystals to polycrystals reduces the contraction at the Ac 3 -arrest where a-Fe passes 
to y-Fe. 

A. L. Lavoisier and P. S. Laplace gave 0*04107880 for unhardened steel, 
0*04107960 for hardened steel, and 0*04123956 for hardened steel tempered at 65°. 
W. Roy gave 0 * 04 ! 11000 for unhardened steel; E. Troughton, 0 * 04118990 ; J. Eliccot, 
0*0^10750; M. Vandervyver, 0*041101 ; W. Struve, 0*0411301 ; and J. K. Horner, 
0*041150 for Styrian, 0*0411120 for Schaffhausen steel, and 0*041070 for Hunts¬ 
man's steel. J. Smeaton gave 0*04115000 for unhardened steel, and 0*04122500 
for hardened steel; F. Berthoud, 0*0410040 for unliardened steel, and 0*0413715 
for hardened steel. W. Dittenbcrger gave for aXlO^ for iron with 0*16 per cent, 
of carbon, for wrought iron with 0*14 per cent, of carbon, steel with 0*55 per cent, 
of carbon, and cast iron with 3*22 per cent, of carbon : 



0^-250° 

0 -37r»° 



0 -Tr>o° 

Wrought iron 

. J286 

1.354 

1406 

1461 

1488 

Iron 

. 1272 

1358 

1405 

1454 

1470 

Steel 

124S 

1317 

1370 

1437 

1.329 

Cast iron 

1118 

1198 

1258 

1393 

- 

"r ax 109- 16770 4-4-64e‘-^ for 

wrought 

iron ; 

1139204-5*4202 

for iron 


1118104 - 5*2662 foj* 979404 - 5*6602 for cast iron. J. A. N. Friend and 

R. H. Vallance gave 0*04123 for the coeff. of exi>ansion of armco iron, and for 
\\’roug}it iron between 10” and 100”- the former metal had 0*025 per cent, of carbon, 
and the latter metal 0*06 per cent. H. Fizeau gave for Huntsman’s steel, 0*041018 
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at 20'',* 0 - 04 !038 at 30", and 0-041077 at SO"*; T. Andrews gave for hardened Bes 
semer steel, O-O 585 between —45° and 100 °; 0-04101 between —18° and 100°; 
and O-O 4 I 33 between 100° and 300°; and for annealed Bessemer steel, 0*0593 
between —45° and 100°; 0*04117 between —18° and 100°; and 0*04159 between 
100° and 300°. He also gave ; 

Cooftlrionts of thermal expansion 
- 4:>^ to to 100° J00° to 3UU° 


Rolled 

bars 


/Wrought iron 
Bessemer 

1 Siemens-Martin 


0-0000086 

0-0000003 

0-0000085 

0-0000088 

0-0000070 


0-0000114 
0-0000117 
0-0000101 
0-00001IG 
0-0000100 


0-0000133 

0-0000159 

0-0000133 

0-0000144 

0-0000139 


jist steel 


(Soft 
I Hard 


0-0000080 O-OOOOl 12 0-0000150 

0-0000084 O-OOOOIOI 0-0000130 


^ ^Wrought iron 0-0000096 0-0000117 0'0000131 

I 0-0000099 0-0000107 0*0000137 

oTgings ISiemens-Martm sleel 0*0000093 0*0000113 0-0000142 


.1. R. Howard found for the coelf. of expansion of weld iron, 0*00(K)1211 ; lor 
steel witli 0*09 to 0*51 per cent, of carlton and 0*11 to 0*58 per cent, of manganese, 
0-0000] 191; for steel with 0*57 to 0-97 per cejil. of carbon and 0-93 to 0*80 per 
cent, of manganese, 0*00001133; and for cast iron, 0*00(X)1067. H. le (liatelier 
gave for hard steel at 1000°, 0*04140. H. Fizeau found for annealed cast steel 
0*041101 at 40°, and 0*041113 at 50°; and wdien hardened, 0*041322 at 40°, and 
O-O^ISGS at 50° ; and for grey cast iron, 0*041061 at 40°, and 0*041075 at 50°; while 
H. le Chatelier gave 0*041175 at 100° ; and for steel with 14 per cent, of manganese, 
0*04245 at 1000°. For cast iron with 3*5 per cent, of carbon, F. Henning gave 
0*05886 between —191° and 16° ; for steel with 0*1 per cent, of carbon, 0*05915 ; 
and with 0*5 per cent, of carbon, 0 * 05896 . G. ('harpy and L. Grenet gave for 
hardened steel with 1*5 per cent, of carbon, 0 * 04 l(KX) between 0° and 1(X)°, and 
when annealed 0*041115. W. Souder and P. Hidnert gave for electrolytic iron 
which had been melted in vacuo, a= 0 * 04 l 2 between 25° and 100° ; the average 
for steels was 0*04112 between 25° and 1(X)°; and 0*04142 between 25° and 600°; 
and for ordinary steels above the critical range, 0*0423. R. von Dallwitz-Wegner 
gave 0*04351 for the cubic coeff. at 0°, and 6*64383 at 100°. Gbservations were 
also reported by 0. Bauer and H. Sieglerschmidt, E. Bernardon, F. C. Calvert 
and co-workers, E. G. Coker, H. J. French, A. W. Gray, H. C. Knorr, C. Markham, 
R. Roberts, A. Schulze, E. Straube, R. S. Woodward and co-workers, etc. 

G. Gore, R. Norris, and W. F. Barrett made observations on the changes which 
occur during the recalescencc of cooling iron. C. Benedicks measured tlie coeff. 

for iron of a high degree of purity - 99*967 per 
cent. Fe. The corresponding curve by S. Sato 
is shown in Fig. 233. A. Mallock found no dis- 
^ continuity in the coeff. of tlieniial expansion 

between 1400° and 1500°. As also observed by 
(i. (Jharpy and L. Grenet, and J. Driesen, there 
is a discontinuity at the A^^-arrest, and the 
change is reversible, hut there is some livsteresis. 
__— ^ According to E. Maurer, the maximum observed 
W ISOO J .^1 755', is not connected with the 

Fio. 233. —The Effect of Tempera- Ao-arrest : but C. Benedick's curve, and also 
ture on tbo Expansion of Purified of P. Chevenard, showed tliat it is connected 

with the a])pearance of the magnetic properties 
of iron. Observations were made by 11. Esser, H. S. Hawdon and co-workers, 
H. E. Publow and co-workers, and H. Ebert. K. ('. Powell estimated that the 
mean .increase in length, /, of iron on passing from the non-magnetic to the 
magnetic state is (///Z-1*2x10“ With nickel there is an anomalous contraction 
in the magnetized state. The calculation is based on W. Heisenberg’s theory of 
form magnetism whicli assumes that magnetization is accompanied by a change in 
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the strength of the bond between the atoms. W. P. Davey discussed the expan¬ 
sion of crystals from the point of view of the space-lattice theory as the temp, 
passed from the absolute zero to the m.p. F. L. Uffelmann observed that the 
curve for the coeff. of thermal expansion of steel is a little different if taken on 
heating and cooling curves. 

A. Gray and co-workers gave 0*04136 for the coeff. of thermal expansion of mild 
steel. H. G. Dorsey observed that the effect of carbon on the coeff. of thermal 
expansion is approximately linear. H. le Chatelier found the values of aXlO^ 
for temp, between the limits indicated, starting from O'’ for steel with 0*13 to 0*24 
per cent, manganese, and 0*05 to 0*14 per cent, of silicon, and 


Carbon 


aXW. 


1 

0*057 

0-205 

0-49 

0-75 

0-80 

0-84 

1-21 per cent. 

^100^^ 

110 

no 

no 

no 

no 

no 

105 

200° 

120 

no 

no 

no 

no 

no 

no 

1 300° 

130 

120 

118 

118 

118 

118 

118 

, 400° 

140 

125 

101 

101 

101 

101 

125 

500° 

150 

130 

130 

130 

130 

1.30 

130 

600° 

160 

135 

135 

135 

139 

135 

133 

700° 

165 

139 

139 

139 

135 

139 

137 

.800° 

1.30 

— 

— 

- - 

— 

— 

.— 


Consequently, all sorts of iron and steel at ordinary temp, have a coeff. of 
linear thermal expansion of 0*000011 ; and at 758*^, approximately 0*000017 ; or 
the mean value, between (f and 758°, is 0*000014 ; or the true coeff. of expansion 
at temp., 0°, between 0° and 758°, is 0 * 0000114 - 0 * 0 g 8 d. Above the critical 

zone, 758^, the coeff. increases with the proportion of carbon so that 


Carbon . . 0-05 0-2 U-S 1*2 pt‘r cent. 

daldd .... 00,15 OO^l? OO422 00,20 


Consequently, there is a kind of shrinkage with increasing luoportions of carbon, 
and this attains a minimum with about 0*8 per cent, of carbon : 


Carbon .... 0 05 0-2 0-5 O S 1-2 per eeiit. 

Transformation tom]K 840 708' 728' 730"^ 725 ' 

Shrinkage . 0*2r» 0 23 0 21 0*08 0*10 per cent. 


H. Ic (yliatclier showed that steel with about 0*8 per cent, of carbon expands regularly 
up to about 700°, and above that temp, it suddenly decreases in vol. about 0*1 per 
cent. Thus follows a gradual, or at 50° liigher temp., an abrupt expansion, so that 
the vol. is nearly the same as before the contraction occurred. Beyond this temp., 
the expansion is regular. These changes are reversed on cooling. When the 
sudden contraction occurs, the metal consists of pearlite, and when the sudden 
expansion occurs, of martensite, and in between, of troostite. At the critical 
point Ai, there is not only a simple volume change corresponding with the melting 
or dissolution of a substance, but there are also two opposing volume changes which 
are approximately compensated with steel containing 0*9 per cent, of carbon. 
Thus, the expansions, 81 mm. per 100 mm., were; 

315® 500® 600° 760® 800° 830® 860° 900® 950® 

hi . 0-35 0*63 0-82 005 1*00 M2 1*20 1-25 1*34 

The maximum is here twice as much as the value obtained by G. E. Svedelius* 
who heated his samples very rapidly, while II. le Chatelier heated them very slowly. 
No sudden vol. change, above 0*01 mm. per 100 mm., w\as observed at the A 2 - 
arrest. There are some anomalies at the Ag-arrest, which seem to be connected 
with the presence of hydrogen or sulphur, because, working with iron with 0*05 
per cent, carbon, the results varied with the nature of the atm. Thus: 


Atmosphere 

Hydrogen 

Hydrogen 

Air 

Hydrogen 


Transformation 
temi^erature 
840° to 860° 
900° to 1000° 
950 lo 1025 
925° fo 975° 


Change in length 
0*26 mrn. 
0-25 
0*20 ,, 

014 
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F. Sauerwald and co-workers found for pig-iron an expansion which increased 
from a sp. vol. of 0'1460 to a maximum 0*1484 at 840°, and then decreased 
steadily as the m.p. was approached —vide supra, sp. gr. H. Sieglerschmidt 
observed a marked increase in the thermal expansion of high- and low-carbon steels 
as they passed through the transition temp.—approximately 700°. J. Seigle studied 
the subject. K. Honda and co-workers found for the coeff. of linear expansion, a, 
of cementite steels: 

Carbon 1-5 1-8 2 0 2-6 2*9 per cent. 

OO42O8 0*04202 OO4I94 0*04186 0*04179 


and for cementite between 0 ° and 1130°, 0-0000315. K. Honda’s results with 
Swedish iron, and carbon steels are summarized in Fig. 234. The Ai- and A 3 - 
transformations can be easily detected by the abnormal change in length in the 
ranges of these transformations. The coefficients of expansion of these steels, 
below the Aj-arrest, increase rapidly with temp., the coefE. of expansion-temp, 
curve being slightly concave towards the temp. axis. The contrary is the case with 
low-tungsten steels. According to G. Sirovich, at 370°, the Ao-arrest, where 
ai-Fe^tto-Fe, the coeff. of thermal expansion of the two forms of a-iron are 
different. W. Broniewsky found three critical points in the expansion curves of 
purified iron, one for a-iron stable below 730°, another for j3-iron stable at 950°, 
and a third with y-iron at 1020 °. The observations of J. H. Andrew and co-workers 

are summarized in Table XXXV. 



J. H. Andrew and co-.workers found 
that with the slow cooling of steel, 
at the Ar 3 , 2 -arrest there is an 
increase in vol. which is continuous 
with the Ar^-arrest. At the Ar 2 - 
arrest there is a sudden expansion 
depending on the carbon-content, 
and initial temp. At 150° to 60° 
there is a large expansion inde¬ 
pendent of the carbon-content. On 


Fio. 234.—Thermal Expansion of Iron tempering, at 100°, there IS a Con- 
and Stool. traction when the carbon-content is 


greater than 0-6 per cent, when 
quenched above the AC 3 -, 3 -, i-arrest; between 150° to 300°, there is no change ; 
between 300° and 330°, the contraction is neutralized by the y-iron present; and 
at 500°, there is no change. The changes in volume and expansion which occur when 
austenite is transformed into martensite were discussed by E. Scheil, G. Tammann 
and#E. Scheil, J. H. Whitehead, S. Sato, F. Stablein, A. Schulze, B. D. Enlund, 
F. Wever and P. Rutten, L. E. Daweke, F. A. Fahrenwald, Z. Jeffries, W. Frankel 
and E. Heymann, H. Hanemann and L. Trager, S. Konno, T. Kase, F. Ribbeck, 
and A. M. Portevin and P. Chevenard —vide supra, tempering. F. Roll studied the 
thermal expansion of cast iron. M. A. Gro.ssmann studied the changes in length 
from 606° to room temp, when a higli-.speed steel-0-72, C ; 18-0, W; 4-0 Cr ; 
1*0, V--is being cooled from its hardening temp., and found that when the 
quenching temp, is low, 938°, the transformation to such martensite as is 
formed is sudden and complete, but the amount of martensite formed is com¬ 
paratively small. As the quenching temp, is raised, there are two effects: 
(i) the austenite cools further before transforming to martensite, the austenite 
being more stable because it has dissolved more alloy and carbon; and (ii) the 
transformation to martensite takes place over a wider range of temp. At the 
highest quenching temp., the expansion, once begun, proceeds during the whole 
cooling period to room temp., and, indeed, the expansion continues at room temp.—• 
with the 1321° curve, at room temp, an expansion of 0*00003 in. occurred during the 
next 12 hrs. The results show how difficult it is to locate transformation points by 
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cooling curves, and also that martensite continues to form over a long period of 
time down to room temp. Some measurements were also made by E. C. Bain and 
W. S. N. Waring, H. Scott, and S. L. Hoyt, A. Werner found that with hardened 
soft steels, the coeff. of thermal expansion was 7 to 21 per cent, greater than the 
same alloy in the soft state ; the actual values were 10-4xl0“0 to 12*6 xlO"® for' 
soft steels, and IM xl0~6 to 14-7 X IQ-® for hardened steel at 20°. At the temp. 


Table XXXV.— The Effect of Initial Temperature on the Physical 
Properties of Steel. 


1 

Critical 

Thermal 


Thermal 

Resistivity 

1 Magnetic 

point 

capacity 

1 

expansion 

properties 

1 

1 

Evolution 

1 

1. Slo7v Cooling 


Arg, 2 

of 

Increase in vol. 

1 Fall in resist- 

Slight change. 


heat 


continuous with 

ivity continu- 

1 



Ar, 

ous with Ar^ 


Arj 

Evolution 

of * 

Sudden expansion 

Sudden decrease 

Sudden increase 


heat 


depending on car¬ 
bon-content and 
initial temp. 

in resistance 

in permeability. 

400® - point 

,, 




in Ni-Cr 

steels 






Low point 

Small evolution 

Laige expansion 

Deciease in re- 

Increase in per- 

at 150® to 

of h(‘at 


indi^poiident of 

si stance 

meability. 

60’ 



earbon-content 



Poinf^ at 



2 TtutiKiing 

1 

ISO 

( ’out rat t ion with 

Decreabc m re- 

Slight increase in 

100 ® 

noted 


i-arhon greater 

tlian 0-G per cent, 
wlien quenched 
above Acg, 2» i 

sistanco 

permeability. 

150®-300® 

Evolution 

of 

No change 

Above change 

Above change 


heat 



continues 

continues. 

300®-250® 

Evolution 

of 

Contraction neu- 

Sudden decrease 

Sudden increase 

I 

heat if gamma 

tralized by y iron 

in resistance if 

in permeability 

500® 

iron be j>resent 

present 

y-iron present 

if y-iron present. 

None 

I 

None 

None 

Increase in per¬ 






meability. 

of liquid air, 

say -—160°, 

the 

minimum values 

fell to 6*3x10“ 

8 and 7-1x10-8 


respectively, and at 150°, they varied between 12-1 X10 "® and 14-6 X 10“® respectively. 
The introduction of manganese raised the coefF. of thermal expansion. The effect 
of cold-work was studied by W. Jubitz, who observed that the rolling or hammering 
of cast iron produced no change greater than 1 per cent, in the coeff. of thermal 
expansion. 

0 . Weigel gave for the true linear coeff. of expansion of steel: 

0" lOO'* 200° 300° 400° 

Linear coeff. x 10® . . 9 193 10-388 11-563 12-748 13-933 

and he represented the length at d° by ?o(l + ^’06^1^^+0-Og5925d2). For the 
two coeff. a and p, L. Holborn and A. Day gave, respectively, 0*059173 and 0*0g336 
between 0° and 300°. W. Wimmer gave P^O-OOOOll at 20°, and 0*0000093 at 
—180°. According to L. Holborn and A. Day, the expansion with wrought iron 
can be represented by (11,705^-f5*254^) Xl0~®, and with a high-carbon steel, 
(9173^4-8*336^2) x 10“®. J. R. Benoit found the expansion of a slowly cooled steel 
to be where a is 0*0410354 to 0*0410457, and jS is 0*08523 to 0*08520. 

W. Voigt gave for steel a—{ll*47-[-0*0519(^—30)}xl0-® between 26° and 58°; 
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and for iron, o=={ll-58+0-048{^—30)}xl0“8 between 24° and 68°. R. Griineiseu 
observed for temp, between : 

-190'' to 10" 10° to 250° 250° to 875° 375“ to 500° 500“ to 625° 025“ to 750“ 

S/ . .1-87 3 04 1-88 1-08 2-02 2-02 

for a metre rod at 0°, and S/^lGOOxO-OgOTO niin., or 

8 /-1(KK){()-Ool 1557(^2-^i)+0*08517(do2-^^^ 

J. Driesen’s results for aXlO^ are summarized in Ta])Ie XXXVJ. The Al¬ 
and A 3 -arre>sts appear as minima ; the Ai-minimum remains constant, hut the 
Aa-minimum falls with increasing proportions of carbon. The results for liigher 
proportions of carbon are shown in Ta})le XXXVI. (Sist iron is a mixture of 

Table XXXVJ.—Coefficients of Thermal Expansion for Carbon Steels. 


Percentage of carbon 


Tempera- 


ture range 

O-OG 

0-22 

0-33 

0 40 

065 

0-81 

1-25 

1-45 

107 

*20°--100® 

1166 

1166 

1108 

1129 

1104 

1104 

1087 

1013 

1044 


1293 

1252 

1254 

1235 

1203 

1194 

1124 

1100 

1012 

200 -300° 

1423 

1396 

1413 

1374 

1358 

1400 

1328 

1366 

1333 

300^-400^^ 

1534 

1506 

1534 

1546 

1516 

1513 

1510 

1541 

1513 

400®-500° 

1627 

*1592 

1618 

1622 

1596 

1622 

1608 

1646 

1555 

500°-G00'^ 

1664 

1647 

1641 

1647 

1655 

1673 

1643 

1664 

1643 

000^-700° 

1703 

1703 

1647 

1685 

1713 

1645 

1671 

1655 

1728 

700^-800^ 

hl212 


-1176 

- 871 

-74 

H 1097 

-f 1708 

f 1985 

f 2014 

800'^-900' 

-589 

1 882 

-f 1287 

f-1709 

-1 2295 

1 2169 

1-3105 

-f- 36 < 4 

1 3720 

900°- KRKr 

-1 2218 

{ 2100 

[ 2100 

t 2086 

+ 2138 

} 2104 

-f 2390 

1 3150 

1 3710 


graphite, the phosphide eutectic, cementite, and ferrite, and each of these con¬ 
stituents has its own thermal expansion. C. Benedicks and H. Ldfquist also 
observed that when 1 per cent, of combined carbon is changed into graphite, the 
volume of the casting increases 2*04 per cent. Consequently the thermal expansion 
of cast iron depends on a number of secondary effects, and is quite a complicated 
phenomenon. Thus, E. Morgan showed that a cast iron with 3-5 per cent, of carbon 
and 2*per cent, of silicon will expand uniformly up to 550° when it is heated at the 


Table XXXVJI, —Coefficient of Thermal Expansion of Cast Iron. 


'J'eini>eratiir<’ 

range 

Porerntagfi of carbon 

1-97 

2 24 

.‘{•OG 

280 

20 100" 





120°-2CM)" 





200"-300° 





300 -400° 





400 -500^ 






rate of 30° per minute. Above 550°, in addition to the ordinary thermal expansion, 
graphitization occurs and this causes an increase in vol. dependent on the degree 
of graphitization. At the Acj-critical point, there is (a) a contraction due to the 
change of a- into y-iron ; and (6) the dissolution of some carbide not decomposed 
below the Aci-point,‘and this involves an expansion. As a rule, all the undecom¬ 
posed carbide does not dissolve at the Acj-point, because the heating it has received 
at the lower temp, causes the grains to become coarser, and to dissolve less rapidly 
in the austenite. The rate of expansion of austenite with temp, is diffenmt- from 
that of iron below the Ac^-arrest. This expansion is also modified by the dis- 
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rfolution of iron carbide in austenite as the temp, is raised. At still higher temp., 
some of the temper-carbon deposited at the lower temp, is re-absorbed. In the low- 
silicon cast irons, the carbide remains stable almost to the Ac^-critical point; mottled 
irons are stable, but show a discontinuity at about 250° owing to a magnetic change ; 
whilst the chromium cast irons at about 400° show a change in the expansion curve 
from about 0*04130 to 0 * 04150 . The average thermal expansion of cast irons can 
1)6 taken to be 0 * 04140 . H. A. Schwartz found tlie coefE. of expansion of molten 
cast iron to be constant between 1375° and 1500°. 

According to H. Esser, the thermal expansion curve of pure iron that lias been 
de-gassed by repeated heating at 700° to 800° in vacuo, places the Ar 3 -point at 898° 
and the AC 3 at 904° ; the Aci-arrest is detectable only when at least 0*06 
per cent, of carbon is present in a steel, and the Ari-arrest when there is 0*20 per 
cent. With 0*86 per cent, of carbon, both the A^- and A 3 -arre 8 ts coincide, the 
Ar-arrests at 708°, and the Ac-arrests at 736°. The line joining the Acj-arrests 
of iron-carbon alloys containing up to 0*86 per cent, is horizontal at 736°, whereas 
that joining the Ar^-arrests rise in a smooth curve from 685° with 0*1 per cent, to 
708° with 0*86 per cent. The Ar 3 - and Ac 3 -lines fall steeply in smooth curves to 
join the Aj-lines at the eutectoid point. 

G. Charpy and L. Grenet measured the elongation of various alloy steels at 
(lilferent temp., and the results aie jilotted in Figs. 235 to 240. AB represents the 



Fi(}S. 235, 236, and 237 - Thoniial Expansion Curves. 

stable condition on lieatmg from the ordinary temp., and it corresponds with the 
thermal expansion ; BC lepre^ents a transformation which is accompanied by a 
contraction ; CD represents the stable condition above the transformation temp., 
and it represents the thermal expansion ; DE represents the contraction of the 
steel on cooling from, say, 950"; EF represents the transformation on cooling, and 
it is accompanied by an expansion ; and FA represents the contraction as the 
steel cools from the transformation to ordinary temp. The alloy steels arrange 
themselves approximately into four groups : Group /, Fig. 235. These steels 
exhibit very nearly the same transformation temp, on heating and on cooling. The 
hysteresis effect with slow cooling is less than 150°. Examples are the carbon 
steels, and the majority of alloy steels used for structural purposes where the pro¬ 
portion of alloying metal is small. Group II^ Figs. 236 and 237. These steels have 
nearly the same transformation temp, on slow cooling as on heating, but with 
moderately rapid rates of cooling the transformation on cooling is much lower than 
with heating. The interval of temp, depends on the maximum temp, attained, 
and on the time the steel is kept at this temp. Examples are the high-speed tool 
steels—the Cr-W, Cr-Mo, Cr-W-V, and Cr-W-V-Co steels. If these steels are not 
heated above a certain temp., the transformations are reversible ; but if this temp. 

exceeded, the transformation temp., with ordinary rates of cooling, generally 
drops from about 600® to 300®, or even to atm. teinj)., and there is no 1 ransforma- 
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tion between these temp. By suitably selecting the temp., a portion of the trans¬ 
formation can be made to occur at 600®, and the remainder at 300°. Group III, 
Fig. 238. In these steels the transformation temp, with very slow rates of cooling 
differ from those on the heating curves. Examples are the nickel-chromium steels 
with from 3*5 to 6*0 per cent, of nickel, 1 to 2 per cent, of chromium, and less than 
0*65 per cent, of carbon. The steels exhibit the same behaviour if the chromium 
is wholly or partly replaced by manganese, tungsten, or molybdenum. The lower¬ 
ing of the transformation temp, is not proportional to the amount of added metal. 
A small addition—say 5 to 6 per cent.—may depress the transformation temp, on 
cooling from, say, 6(X)° to 200°, and further additions may produce only a slight 
effect. The transformation point of these steels is always lowered by cooling, and 
since any heating of the steel above the transformation temp, produces a hardening 
effect, these steels are softened by subjecting them to a form of tempering below the 
transformation temp, on heating. Group IV, Figs. 239 and 240. The transforma¬ 
tion temp, of these steels is below the ordinary temp., and the steels between 0° 
and 950° show linear curves both on heating and on cooling. High-nickel, high- 
manganese, and high-nickel-manganese steels come under this category. In some 
cases the transformation may occur on cooling below atm. temp. 



E. Griineisen found that for pressures, p kgrms. per sq. cm., the coeff. of expansion 
Varies so that : 




2)=-1000 


-100'’ to 17'’ 
. O-OftOO? 


17^ to lOO" 
OO4II89 


-190° to 17° 
00,903 


17° to lOO** 
0*041182 


G. R. Dahlander studied the influence of a tension, p kgrms., on the coefficient 
of linear expansion, a, between 0° and 100°. He found for an iron wire of 0*878 mm. 
diameter, and with loads : 


p . . . 1*250 2*500 3*750 5*000 

a . . . OO4II9O2 OO4II956 OO4I2O74 OO4I2253 


and for steel wire 1*249 mm. diameter, and loads 3*750, 6*250, and 10*0000 kgrms. 
at 17°, the values of a were respectively 0*0411296, 0*0411409, and 0*0411508. For 
elastic limits Ei and E 2 at the respective temp. 61 and 62 when the loads are respec¬ 
tively Pi and P 2 , and the coeff. of thermal expansion Oj and a 2 , the relations for a 
wire of cross-section a, are summarized by : 


02— 


*^2—*^! ( 2- h\ 

a(02-ei)\E2 eJ 


R. Mallet’s observations on the sp. gr. of molten iron have been already discussed. 
He said that at the moment of solidification, molten iron does not expand, but 
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rather contracts, so that the sp. gr. of liquid cast iron is 6*65, when that of the solid 
is 7*17, and that the coeff. of cubical expansion between 15° and 1315° is 0*00005994. 
F. Nies and A. Winkelmann made observations on this subject. T. Wrightson found 
that with grey Cleveland iron, the volume expands as the temp, rises until it is in 
the plastic state, when it has the sp. gr. 6*5, the cold iron having a sp. gr. 6*95. 
After this, a contraction occurs until the mass becomes liquid, when its sp. gr. is 6*88. 
Hence, if the vol. of liquid iron be taken as 100, that of plastic iron is 105*85, and 
that of solid iron at atm. temp., 98*98 —vide swpra, the sp. gr. of molten iron. 

In preparing castings of cast iron, it is part of the moulder’s craft, discussed by 
A. Me William and P. Longmuir,^ and others, to deal with the casting Or COOling 
shrinkage which renders necessary an allowance for the difference in size between 
pattern and casting. H. Moissan showed that whilst iron contracts on solidifica¬ 
tion, a sat. soln. of carbon in iron expands on solidification. E. Flachat said that 
the contraction with grey pig-iron is nearly 1 per cent.; and with white pig-iron, 

2 to 2*5 per cent. The formation of pipe cavities in steel ingots, etc., is an example 
of liquid shrinkage. The Huite gave a linear decrease of ^^j^th, with a low-carbon 
steel on cooling from the m.p. to ordinary temp. So far as the size of the casting 
goes, the net result is determined (i) by the change in vol. which occurs during the 
solidification of the liquid, (ii) by the thermal contraction of the metal during cooling, 
and (iii) by the changes attending the chemical and physical transformations which 
occur as the metal cools down from its f.p. Whatever condition affects the state 
of the ceinentite, etc., will naturally influence the shrinkage. Thus, the hotter the 
casting temp, of the metal, the greater the shrinkage. R. A. F. de Reaumur stated 
that cast iron ex[)auds on solidifying, but R. Kerl said that cast iron contracts in 
such a way that at the commencement of its solidification it first ex})aiids so as to 
fill up the smallest depressions and cavities of a mould, buti after solidification, it 
contracts. R. Mallet opposed the view that cast iron expands during solidification, 
and although his curve showed a distinct expansion, corresponding with that shown 
by phosphoric, grey cast iron, he argued that the expansion was a freak result, or 
rather an experimental error, and thus missed a true phenomenon. W. C. Roberts- 
Austen and T. Wrightson, compared the sp. gr. of a number of metals during solidi¬ 
fication, and found that a contraction occurred with cast iron. On the contrary, 
A. Ledebur said that there is a slight expansion at the moment of solidification. 

E. J. Ash and C. M. Saeger observed an expansion of 1*65 per cent, with grey cast 
iron, and a contraction of 5*85 per cent, with a low-carbon, low-silicon type of iron. 

F. Erbreich, T. Turner, S. G. Smith, F. Korber and G. Schitzkowsky, P. A. Russell, 
0. M. Saeger and E. J. Ash, R, Moldenke, and F. Busse made observations on this 
subject. T. D. West found that the harder grades of cast iron contract least on 
solidification owing to the segregation of graphite. W. J. Keep showed that iron 
alone contracts normally without showing any expansions; but when sufficient 
carbon is present to furnish tool steel, there is a considerable arrest in the con¬ 
traction curve at a red-heat, and a distinct expansion occurs before the normal 
rate of contraction is resumed. With cast iron low in silicon, a slight expansion 
occurred immediately after solidification, this was succeeded by a normal con¬ 
traction until, at a red-heat, another expansion occurred, and this was followed 
by a normal rate of contraction down to ordinary temp. With a cast iron contain¬ 
ing 3*10 per cent, of carbon, and 3*85 per cent, of silicon, three expansions appeared 
in the curve. F. Osmond suggested that the first expansion may be at about 1100 , 
where the bulk of the graphite segregation occurs; that the second, probably 
at about 900°, is due to the presence of phosphorus ; and that the third, probably 
at 700°, corresponds with the recalescence temp. T. Turner found that the volume 
changes on the cooling curves with iron containing : 


First expansion 
Second expansion 
Third expansion 


Carbon only 
Nearly absent 
Absent 
(>65" 


C and Si C, SI, and P 
1135° 1060° 

Absent 900° 

696° 730° 
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W. J. Keep ftlso studied the effect of silicon. The first arrest observed by 1. 1 urner 
is apparently raised by the presence of an increasing percentage of silicon, and 
lowered by the presence of phosphorus. The results confirm F. Osmonds 
hypotheses. The second expansion corresponds with the breaking down of the 
ternary eutectic of the system Fe-P-C, observed by J . E. Stead. The first expansion 
is negligibly small except when carbon is present; in that case, the separation of 
cementite from austenite accounts for the observed effect. The third expansion 
is connected with the transformation of the solid soln. or hardenite into pearlite. 
W. J. Keep also observed that some carbon segregates in this zone, and this would 
accentuate the expansion attending the pearlitic transformation. The effects 
produced by foreign elements are mainly due to their effects on the carbon segrega¬ 
tion—thus, silicon increases the shrinkage ; sulphur, and manganese increase 
the shrinkage ; while phosphorus has very little influence. G. Hailstone showed 
that liquid contraction is accompanied by a lowering of the sp. gr. or density. If 
the metal is cast with iron hotter than will conduce to liquid contraction—say, 
between 1386° and 1428°—solid, dense castings result; liquid contraction occurs 
when the metal is cast at a medium heat; and if the temp, of the iron is too low, 
blow-holes appear. Conditions favouring a maximum solid contraction favour a 
maximum liquid contraction. A cast iron poured at its casting temp, shows a 
closer microstructure than otherwise, and the phosphide eutectic will collect in the 
network formation. Occluded gases appear to be held more tenaciously in cast 
iron poured at a high temp., and therefore a more solid casting is produced. 
Observations were also made by P. Bardenheuer and C. Ebbefeld, E. Bauer, 
O. Bauer, O. Bauer and K. Sipp, R. Buchanan, J. W. Donaldson, F. C. Edwards, 
H. Endo, H. 0. Evans, J. E. Fletcher, J. Gray, A. Hanszel, F. Korber and 
G. Schitzkowsky, J. Longden, G. Masing, A. Messerschmitt, C. W. Meyer, 
A. L. Norbury, C. Pack, N. B. Pilling and T. E. Kihlgren, W. H. Pretty, 
R. T. Rolfe, R. T. Rolfe and J. Laing, M. Saeger and E. J. Ash, F. Sauer* 
wald, F. Sauerwald and co-workers, H. A. Schwartz, 0. Smalley, R. Stotz, 
D. J. Thomas, F. Wiist, and F. Wiist and G. Schitzkowsky. The general results 
show that the shrinkage which occurs on casting cast iron is conditioned by 
the chemical composition, the condition of the carbon, the casting temp., the 
rate of cooling, and the temp, gradient within the casting. The shrinkage of 
grey cast iron is less than that of white cast iron. K. Tanimura studied the 
effect of the melting temp, on low-carbon cast iron ; and P. Bardenheuer and 
W. Bottenberg, the effect of the gas-content. H. I. Coe observed that there 
is an expansion during the solidification of white cast irons containing 
manganese. The curve shows minima corresponding with Fe3C and no man¬ 
ganese; 8Fe3C.Mn3C, or 5 per cent. Mn; 2Fe3C.Mn3C, or 15-3 per cent. Mn ; and 
3Fe3C.2Mn3C, or 19 per cent. Mn. There is also a depression corresponding with 
4Fe3C.Mn3C. The expansion with grey cast irons reaches a maximum with 10 per 
cent. Mn. 

J. H. Andrew and co-workers observed that with steels during slow cooling, 
there are an evolution of heat and an increase in vol. at the A3,2-arrest continuous 
with the Ar^-arrest; and there is a sudden expansion with the evolution of heat 
at the Ar^-arrest. The expansion depends on the carbon-content and the initial 
temp. Similar remarks apply to the arrest at 400° which occurs with nickel- 
chromium steels. The arrest between 150° and 160° in consequence of a small 
evolution of heat is attended by a large expansion, independent of the carbon- 
content. In tempering at 100°, there is a contraction, without the evolution of 
heat, when the proportion of carbon is greater than 0*6 per cent., and the steel has 
been quenched from above the AC3-,2-,1-arrest. No change in vol. occurs when 
heat is evolved at 150° to 300°. At 300° to 350°, heat is evolved if y-iron be present, 
i^nd a contraction is neutralized by the ydron present. No thermal change or 
abnormal change in vol. was observed at 500°. J. H. Andrew and co-w^orkers 
concluded from tlieir observations on the dilation of steels : 
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riie chango iii vol. which occurH at the iioniuil transformation points, is the resultant 
of two changes working in opposition-—(a) an allotropic change, and (b) a change due to 
carbide. The latter change in steels of high carbon-content is not completed at the ferrite, 
carbide, or /S'-fi^-line, but continues to a temp, depending on its composition—particularly 
on the carbon-content—it increases with the carbon-content. The dilation is a measure of 
the mol. cone, of the carbide in soln., and controls the temp, at which the allotropic trans¬ 
formation takes place. Quenching merely stereotypes ihe condition of the carbide, which, 
in its turn, controls the allotropic change. This variation in the mol. cone, is explained 
by assuming that carbide dissociates at and above the temp, of the normal transformation 
point. Nickel-chromium steels behave in much the same way as carbon steels, excepting 
that in the latier the time factor necessary to produce the same changes in the carbide is 
of a much lower order. Martensite is a product formed when the allotropic change has 
been depressed by dissociated carbide, to a temp, at which the latter is able to exist as such 
in the a-iron formed. At the temp, of the normal transformation point martensite is not 
formed as an intermediate phase between austenite and pearlite. When the mol. cone, 
of tho carbide is such that the allotropic change is depressed below atm. temp., the resulting 
product will l>e austenite, ?.c. the iron is retained in the y-state. By tempering austenite 
m such a way that the carbide becomes partially associated, tho allotropic change is able 
to take place on re-cooling, forming martensite, and the phenomenon of secondary hardening 
results. Dilation measurements enable the proportions of a- and y-iron in tlie quenched 
produet of any steel to be determined. In carbon steels quenched at IdOO", the iron in 
the product is in the a-state. In alloy ->tccls y-iron is )»resent in various ])roportions, 
particularly with high carbon-contcnt. In extreme cases, a-iron is entirely nlisenl. 

L. Aitchisoii and G. K. Wood vino observed that with nickel-chromium steels, 
the expansion that should be produced at tlie critical range during the cooling from 
the hardening temp, is not completed during the slow cooling in air ; re-heating to 
quite low temp, induces a further expansion ; further re-heating to low temp, 
brings about a contraction ; jirolonged heating at low temp, induces still further 
contraction ; re-lieating to intermediate temp. (300° to 500°) induces a similar 
initial expansion and tlien a contraction; re-heating to 600° induces a contraction ; 
the smaller initial expansion at the intermediate temp, is likely to be the resultant 
of the expansion and contraction proceeding s'lnultaneously ; the total contraction 
brought about at temp, up to 200° by repeated heating and cooling is less than that 
similarly produced at higher temp. ; and the maximum contraction brought about 
in any way, at all the different temp., is the same in amount. They found that the 
longitudinal and lateral exyiansions are the same. The exposure of steel to a 
liigher temp, for a long time produces a metal which expands less on cooling, quickly 
or slowly. The expansion depends on the production of a stable austenite, which 
clianges to martensite reluctantly and hence produces a smaller expansion. Air- 
liardened nickel-chromium steels when heat-treated in the ordinary way, are not in 
a stable volume condition. The tempering for volume stability requires a long time. 
For the changes in vol. during the ageing of steel, vide supra. The change in length' 
of steels during tempering is a combined effect of tempering and temp.; K. Tamura 
eliminated the effect of temp, by measuring the increase inlength of the cold specimen. 
The results show that the length decreases at first rapidly, then slightly, and after¬ 
wards there is a gradual decrease in length as the tempering interval increases; 
and also that for a constant interval of tempering, 1 hour, there is a decrease in 
length from room temp, to 2(X)^, owing to the transformation of a- into ^-martensite, 
and also to a slow decomposition of the martensite to form cementite ; the 
maximum, lying between 23(F and 30()', is due to the transformation of residual 
austenite to j3-martensite ; and the rapid contraction between 260° and 340° is 
<lue to the decomposition of jS-martensite. The decrease in length above 340° is 
very slow. G. M. Eaton discussed the dilation of steel by the formation of marten¬ 
site during quenching. The changes in vol. wliieh occur duringithe quenching of 
steel were discussed by A. A. Blue, F. Berger, 1). K. Biillens, H. Brearley, P. J. Haler, 
A. Portevin and P. Chevenard, d. Seigle, A. Heller, J. F. Keller, 0. E. Harder and 
eo-workers, R. S. MaePherran and R. H. Krueger, J. W. Donaldson, D. Hattori, and 
P* U, Scott. I. Jaederstrom discinssed the effects of carbon, silicon, sulphur, 
JTf^anganese, phosphorus, nickel, and chromium on the casting shrinkage of cast iron. 
D. Rauer and H. Sieglerschmidt observed that the addition of aboiP linlf per cent 
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of copper or of nickel to cast iron had no perceptible effect on the growth of the 
metal. A. Portevin discussed the deformation of steel during heat-treatment. 

A. Bramley and-co-workers found that in gaseous cementation, samples of iron 
increased in diameter but generally decreased in length. If the original specimen 
contained a high proportion of carbon, or if the carburization was conducted below 
900°, the changes in dimensions were comparatively small. 

In 1791, T. Beddoes 3 reported: “In annealing crude iron with or without 
charcoal, it is known to increase in all its dimensions. I have seen bars, originally 
straight, bent like an S when long exposed to heat in circumstances where they could 
not extend themselves.” It is a common thing to find the growth of CASt iron 
with ^ate bars, stove-pipes, kiln-bats, oven-plates, etc., on exposure to high temp. 
J. Prinsep noticed that the capacity of an iron retort increased with successive 
heatings. Observations were also reported by A. Guettier, P. W. Brix, A. Erman 
and P. Herter, and J. Percy on the permanent expansion of cast iron by exposure 
to long-continued heat at or above redness. A. E. Outerbridge showed that grey 
cast iron expands more rapidly than white cast iron ; that the deposition of carbon 
owing to the dissociation of the carbide does not account for the change in vol.; 
and that wrought iron and steel contract slightly when subjected to the same 
treatment. C. H. Wingfield also observed that wrought iron contracts permanently 
with the same treatment. 

C. Benedicks and H. Lofquist analyzed the phenomenon by showing that 
permanent changes in vol. can occur in metals in three ways : (i) Changes dice to 
internal^ irreversible or nionotropic reactions like that involved in the transformation 
of cementite into ferrite and annealing or temper carbon, or graphite. T. Kikuta 
thought that this change might develop internal cracks, but 0. Benedicks and 
H. Lofquist, and H. F. Rugan and H. C. H. Carpenter showed that the theoretical 
expansion so caused is in agreement with the calculated value, and the change is 
not accompanied by internal cracks. Another monotropic reaction is the increase 
in vol. attending the oxidation of silicon, manganese, and iron by the entry of 
through cracks in the metal— vide infra, 

(ii) Permanent chxnges of shape resulting from normal exjmnsion and contraction. 

J. H. Whiteley, and J. F. Keller showed that a homogeneous metal cylinder when 
repeatedly quenched in water from a glowing state undergoes a permanent 
shortening. C. Benedicks and H. Lofquist said : 

On immersing a hot cylinder in the water, the outer layer is, of course, quickly cooled, 
And is consequently subjected to a sudden contraction. Tliis will exert a considerable 
contraction stress on the inner, still warm layers—^provided the tensile strength of the 
metal be sufficient—which will be noticeable esj^cially in the direction of the cylinder 
axis ; the plasticity of tlie inner layers being considerable on account of their higher temp., 
these will partly yield, and the length of the cylinder after completely cooling will be 
somewhat less than before treatment. The length tlius successively decreasing by sudden 
coolings, it is a necessary consequence that the diameter should simultancnusly increase, 
as otherwise a successive increase in the sp. gr. of the metal would occur. The result will 
be a growth of the middle part of the cylinder, together with a simultaneous shortening 
of its length ; after repeated quenchings the cylinder will thus finally approach to a spherical 
forni. That this must be the case is easily understood in the following way ; A sudden 
cooling of the jxjripheric portions produces a high hydrostatic press, in the inner portions 
of the cylinder; this must cause a deformation tending towards a spherical form, in the 
same way as the blowing up of a heated, irregularly formed, closed glass tul>e will give a 
more or less spherical ball. If, instead, the homogeneous cylinder is subjected to a very 
sudden heating, as, for instance, by immersion in a molten salt bath, the outer parts must 
exert a certain stretc'hing influence on the underlying portions, with a tendency per¬ 
manently to elongate the cylinder (and le.ssen the diameter of the middle part). As in this 
case the inner portions have a lower temp., it is evident that the resulting elongation of 
the cylinder will be less than the shortening on sudden cooling. On the other hand, if tlie 
metal contains embedded particles which reduce its tensile strength, the possibility of the 
formation of cracks must be taken into consideration. Accordingly, in the case of a material 
in which cracks are easily formed, the following will occur ; On account of the tensile stress 
exei^d by the outer portions on the inner ones, on sudden heating, cracks may arise in 
the interior. On sudden cooling, however, cracks will arise, especially in the outer portions 
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of the cylinder, on account of the stresseB appearing there. Ab a matter of fact, the interior 
.—even if already containing cracks—will offer a considerable resistance to compression, as 
explained above. Consequently, a series of sudden coolings will cause an increasing internal 
bursting or porosity, proceeding throughout the cylinder, and accompanied by an increase 
in volume. As this action is caused by the difference in expansion of adjacent layers of 
the specimen, it will, however, not be of any appreciable magnitude, except when the temp, 
change takes place very suddenly ; the velocity of temp, change—and consequently of 
expansion—which may be attained by ordinary heating and cooBng being rather insigni¬ 
ficant, the phenomenon will be difficult to observe. 


(iii) Permanent increase resulting from anomalous expansion and contraction, 
"Wheii a metal has an allotropic phase transformation point, at which a considerable 
anomalous change in length occurs, this is equivalent to an extremely high speed 
of normal expansion and contraction. From the above, it follows that in a hetero¬ 
geneous material possessing an anomalous dilation point, and in which internal 
bursting may occur, repeated heatings with subsequent coolings will cause a sensible 
and permanent increase in vol., and this even if the changes in temp, are made 
very slowly. The expansion of iron at the Ar-transition temp, was studied by 
G. Charpy and L. Grenet, A. M. Portevin and P. Chevenard. For pure iron, the 
reversible contraction at the Ac-arrest amounts to about 0'3 per cent, of the length 
at room temp, corresponding to a vol. contraction of 0*9 per cent, when a-iron 
changes into y-iron. Its intensity diminishes with increasing carbon-content, so 
that with 0*7 per cent, carbon, the vol. contraction is 0*45 per cent. This decrease 
is due to the fact that a given amount of carbon has a greater vol. when dissolved 
in y-iron above the Ac-arrest than when combined with iron in cementite, below 
Ac. If, instead, the carbon below Ac is present as graphite, the vol. change must 
be even greater than for pure iron. Actually, when 0*7 per cent, of carbon passes 
from cementite into graphite, an increase of 1*43 per cent, occurs. Consequently, 
in an iron containing 0*7 per cent, of carbon in graphite, if this is entirely dissolved 
at the Ac-change, a decrease in vol. of 1*9 per cent, will occur. Again, if 0*7 per 
cent, of carbon is dissolved in y-iron above Ati and the carbon entirely precipitated 


as graphite, an increase in vol. of 1*9 per cent, 
will occur, and this corresponds to an increase in 
length of 0*63 per cent. This represents the 
maximum anomalous expansion which can occur 
in grey cast iron at Ar. If the silicon-content 
be high, the percentage of carbon passing into 
y-soln. will presumably be less than 0-7 per 
cent.; further, the carbon may not all be pre¬ 
cipitated as graphite, for part may be precipi¬ 
tated as cementite. In both cases, the vol. or 
length changes at Ar will be less than the 
maximum value. 

Basing their hypothesis on the above con¬ 
siderations, C. Benedicks and H. Lofquist inter¬ 
preted the phenomenon by a diagram. Fig. 241, 
resembling those obtained by T. Kikuta. The 
increase in the length, /, of a cylinder of cast 



iron will then be represented by a curve, ab, de- Fig, 241 .-~€urve showing the Per- 
fined by the expansion coeff. of a-iron, namely, manent Increase in Length of 
12x10-6, which increases slowly with temp. Cast Iron durmg Repeated Heat- 
The coeff. of expansion of graphite cannot Coolings, 

sensibly aSect the result because the quantity present is so small. When the 
cementite begins to decompose, the vol. increases faster than is defined by the 
coefi. of thermal expansion. If 0*9 per cent, of combined carbon be present, 
the increase in vol. will be about 0*6 per cent., and the resultant expansion is 


repesented by the curve cd, and the intermediate stage be, T. Kikuta found that 
b is approximately at 700°, The formation of temper-carbon is complete at c. 
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The expansion proceeds along cd until Ac is attained, and if the proportion of 
silicdn is high, the temp, is 850"^. The transformation of the a- to the y-state 
begins in the outer zone of the cylinder, and a linear contraction of about 0*63 
per cent, occurs. This contraction will be opposed by the layer immediately 
below, whicli, like the whole of the interior, is still in the a-state. The metal here 
oifers a great resistance to compression, so that the outer layer will be subjected 
to a severe strain giving rise to an internal bursting of the metal, which, on account 
of the contained graphite, possesses a very low tensile strength, and this results 
in a permanent lengthening. If thereby the tensile strength of the outer layer 
be very slight in comparison with the compression strength of the inner })art, the 
outer layer, y, would lengthen to exactly the same length still held by the inner 
part, a. The transformation having proceeded is this way until all is in the y-state, 
no perceptible contraction of the cylinder would be observed. The metal, however, 
originally assumed to be devoid of cracks, possesses a certain tensile strength, so 
that on the first heating of the cylinder, a slight decrease in the resultant length 
may occur. If a quarter of the specific contraction takes place in this way, the 
resultant contraction, 0*10 per cent., will be thatnrepresented in Fig. 241 by the 
jum]) from cd to of at 850". The slope of ef is rather greater than that of rd, 
( orresponding with the fact that y-iron has a. greater coeff. of expansion than 
a-iron. Since the graphite re(piires time to dissolve in the iron, a sudden jump 
will not occur, and dr extending over an interval of, say, 50^, represents the region 
where the graphite is dissolving. The heating may now be continued up to 950"', 
represented by / in the diagram. On cooling, the contraction would follow the 
curve/e, but a certain dissolution of graphite would occur at this high temp., since a 
surplus of graphite is present, and this makes the backward curve fg slightly below ef. 

The Ar-arrest is reached at about 800"^. The transformation first occurs in the 
outer layer of the cylinder, which undergoes a strong anomalous expansion which, 
as indicated, attains a maximum of about 0-63 per cent, before the expansion of 
the underlying parts has begun. The outer layer is thus subjected to severe 
compression, and the inner part to strain. As a result, either the dilated outer 
layer is unable to produce any bursting of the interior layers, or the expansion of 
the outer layer will cause a certain bursting of the underlying layers. In the former 
case, the underlying layer will successively undergo the same expansion as the 
outer layer, and in the latter case, the underlying layers, after the transformation 
has taken place, will possess a somewhat larger vol. than that corresponding with 
the anomalous expansion itself. The latter case is the less probable, even if the 
tensile strength of the material be low, since the surface dayer, being very thin to 
begin with, cannot exert any considerable lengthening stress on the inner parts. 
In any case the resultant effect will be an expansion of the cylinder as a whole. 
Consequently, the expansion on the first passing of Ar may be assumed to amount 
to the theoretical maximum of 0-63 per cent. This increase in length corresponds 
with the passing of the curve from the point g to the curve Jd. The change from 
g to Jd does not take place suddenly, because the reaction cannot take place 
instantly ; the precipitation of graphite occupies a certain time, especially as it 
is possible that a certain amount of cementite is formed primarily, and only later 
decomposed into graphite. The change, therefore, proceeds along the curve gh 
covering an interval of, say, 50^. The change in length during the subsequent 
(‘ooling of the cylindtT is represented by Jti\ and may continue until the ])oint i is 
attained, say, fi5ft, when the cylinder is re-heated. The expansion may then 
proceed along v7/, or rather along id\ because a slight continued precif)itation ol 
graphite may occur. 

When the Ac-arrest is reached for the second time at d\ tlie })revailing ciivuni- 
stances are the same as before,’with the difference that an internal bursting of the 
cylinder remains as a result of the previous heating. Making the necessary modifica¬ 
tions for the residual effects of previous heatings and coolings, a series of loops is 
obtained a a indicated in the diagram. The primary cause of the gro\N’th of cast 
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iron is attributed to the fact that on account of internal bursting around the 
graphite lamellee, the anomalous contraction at Ac decreases much more rapidly 
than the anomalous expansion at Ar. Every heating cycle consequently gives 
rise to a residual expansion. The repeated heating of the iron through Ac results 
in a continuous growth with an increased internal bursting. This bursting implies 
a lessened probability of the dissolution of graphite at Ac, etc. When heated in 
air, the cracks which are developed render possible a strong oxidation proceeding 
successively inwards. This phase of the subject was studied by H. F. Rugan and 
H. C. H. Carpenter, H. F. Rugan, J. H. Andrew and co-workers, J. E. Stead, 
C. E. Pearson, M. Horikiri and K. Uyeno, E. Richards, T. Terao, J. E. Hurst, 
H. Stager, T. Wrightson, J. E. Fletcher, E. Honeggar, E. Scheil, J. Seigle, 
P. Bardenheuer, and F. K. Neath. 

H. F. Rugan and H. C. H. Carpenter found that growth proper begins at about 
650"", and it increases eightfold at 675°; it appears to reach a maximum at about 
730°, and at 900° a further increase in volume was only just perceptible. They 
showed that alloys free from graphite do not grow, and that under suitable 
conditions, alloys containing graphite are capable of growing. With approximately 
constant carbon, the ultimate growth after repeated heating is approximately 
proportional to the percentage of silicon up to 6 per cent. The growth is far in 
excess of that caused by the transformation of combined into free carbon, and, in 
fact, growth was greatest in high-silicon alloys containing no carbon combined with 
iron. Two agencies thus appear at work: The internal press, of gas which the alloys 
contain in their original cast condition, and which is probably physical in character; 
tire effect of external gas in contact with the alloys during their heat-treatment, 
which is probably partly physical and partly chemical in its nature. It was shown 
that the silicon is mainly responsible for the expansion, and that the expansion 
due to the pre(‘ipitation of free carbon is relatively insignificant. There is an 
increase in weight which is approximately equal to the increase in the weight of 
iron and silicon oxidized minus the loss in weight due to the oxidation of carbon. 
The oxidation of silicon combined as FeSi is not sufficient to account for the gain 
in weight, and hence iron itself must also be oxidized. The carbon is oxidized to a 
greater extent in alloys containing least silicon; and in irons with least combined 
carbon, the oxidation of this element is at a minimum. It was inferred that when 
the metal is cooling, furnace gases penetrate to a certain depth in the metal, possibly 
along slits existing between the plates of carbon and the solid soln. of iron silicide, 
and through holes which exist here and there. The carbon oxides are assumed to 
oxidize the iron silicide, and during this period, growth and incipient disintegration 
occur. J. W. Donaldson found that the presence of chromium retards the growth 
of cast iron. The main cause of growth is the oxidation of the iron silicide. 
E. H. Saniter added that every time the metal is annealed and expanded, whether 
by the oxidation of the silicon or of the iron, the presence of the oxidation products 
prevent the metal from contracting to its original size when cooled. The process 
is repeated when the iron is again stretched by heating. H. F. Rugan and 
H. C. H. Carpenter were unable to expand iron-silicon alloys containing more than 
0-20 per cent, of carbon; free carbon is necessary for the phenomenon. One 
specimen of metal shrank, if anything, when heated to 900° in vacuo, but when 
heated in furnace gases it expanded 67 per cent. Each time the metal is heated 
and cooled, the furnace gases penetrate a little deeper owing to the opening up of 
fresh avenues by the reactions just indicated. Each time the metal is heated and 
cooled the reactions are repeated, the iron is more and more disintegrated, and a 
further growth takes place. At the end of the process, the metal has lost the 
properties of cast iron; it has no mechanical strength, and may be sawn like 
chalk. H. C. H. Carpenter found that for grey cast iron the approximate percentage 
growths, with increasing proportions of silicon, were : 

Si . . 1 0 1-50 2-0 2-6 3 0 3-5 per cent. 

Growth . 160 21-5 27-0 31 0 34-0 37-0 

VOL. XIII. L 
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Fhospliorus t^nds to diminisli the growth, since the growth was lessened about 3 per 
cent, by the presence of 0*3 per cent, of phosphorus, and still more with a higher 
percentage of phosphorus; the small amount of sulphur in commercial cast irons 
has but a slight influence in the direction of retardation; manganese retards the 
growth in all cases. Thus, alloys with 2*25 to 2*40 per cent, of carbon and 0*40 
to 0*48 per cent, of silicon, as well as 0-510,0-735, and 0-935 per cent, of manganese, 
after 151 heats, had respectively growths of 7-49, 6-06, and 3-09 per cent. Dissolved 
gases have no influence on the growth of an iron containing more than 3 per cent, 
of silicon ; with between 1-75 and 3-00 per cent, silicon they may cause a growth of 
1 to 2 per cent. Their most potent influence occurs when silicon does not exceed 
1 per cent., and in such cases may be responsible for a growth of at least 10 per 
cent. An iron alloy with 2-66 per cent, of carbon, 0-587 per cent, of silicon, 1-64 
per cent, of manganese showed no signs of growth after 150 heats, but rather about 
0*13 per cent, contraction. The factors which lessen the growth sometimes act 
by lessening the intensity of the transformation--c.<7. hydrogen, and nitrogen, 
observed by F. Wiist and 0. Leihener, F. Osmond, W. 0. Roberts-Austen, 

.1. H. Andrew, H. S. Rawdon and co-workers; or by the stabilizing influence of different 
substances on cementite— e.g. phosphorus, observed by F. Wiist and co-workers, 
0. Bauer and K. Sipp, P. Oberhoffer, E. Schiiz, H. (\ H. Carpenter, J. H. Andrew 
and R. Higgins, etc.,a subject discussed by W.H. Hatfield, and J. E. Hurst; sulphur, 
discussed by E. Schiiz ; chromium, by P. Coerens and A. Stadeler, and 0. Bauer 
and K. Sipp. The case of aluminium was discussed by C. Benedicks and H. Lofquist, 
C. Geiger, and E. 6. Odelstierna ; of sulphur, by 0. Bauer and K. Sipp ; of nickel,' 
by 0. Bauer and K. Sipp; and of titanium, by B. Freise, and R. R. Kennedy and 
G. J. Oswald. In some cases the effect is due to the production of more finely- 
divided graphite which, as W. E. Remmers, and H. Hanemann have shown, 
increases the tensile strength of iron, and retards growth. 

W. E. Remmers found that the alloying elements, silicon, aluminium, and, under 
certain conditions, titanium, and nickel, which favour the precipitation of carbon, 
tend to increase the growth, while such elements as chromium and manganese, 
which exert a stabilizing effect on the carbon, tend to decrease the growth. An 
increase in the total carbon increases the growth. 

The general result is to show that the growth of cast iron when repeatedly 
heated is due to the physical changes at the Ac^- and Ar^-arrests, accompanied by 
bursting and cracking; as a result of the opening up of the iron, oxygen enters 
and produces the changes indicated by H. F. Rugan and H. C. H. Carpenter. 
T. Kikuta observed no sensible growth when the maximum temp, does not exceed 
the critical temp., though a considerable growth occurs on exceeding that region. 
Several instances of the growth of cast iron have been reported at temp., not 
exceeding Ac^, and C. Benedicks and H. Lofquist added that the observed effect 
must be due to the formation of temper-carbon from cementite. F. Wiist and 
0. Leihener concluded that the influence of chemical composition on the growth 
of cast iron is obscured by other factors ; that the growrth in a neutral atm. cannot 
be explained by the decomposition of cementite; that the finer the state of sub¬ 
division of the graphite, the smaller the growth; that the growth in the middle 
zone is faster than in the border zone ; and that the gas-content of the cast iron 
has an important influence on growth. 

A. E. Outerbridge thought that the growth of cast iron is an inherent quality 
of the metal, and has existed for all time. . . . The astonishing change in vol. 
is a molecular not a chemical process.” H. F. Rugan and H. C. H. Carpenter 
showed that the phenomenon is a consequence of the oxidation of iron silicide. 
E. H. Saniter said that the phenomenon must have some relation to the thermal 
expansion of the metal because it is necessary to heat and cool the iron to make it 
increase so much in volume. T. Kikuta believed that the first growth on heating 
through 700° to 800° is partly due to the decomposition of the cementite, but the 
continued expansion of grey cast iron in vacuo during repeated heating and cooling 
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is due to the differential expansion of the various constituents which produce 
numerous fissures or cavities in the neighbourhood of the plates of graplute. If 
the metal be now heated in air, these cavities serve as avenues for the entry of 
oxidizing gases in accord with the theory of H. F. Rugan and H. C. H. Carpenter. 
H. C. H. Carpenter did not obtain a growth in vacuo. C. E. Pearson suggested 
that any observed growth in vacuo is due to the influence of occluded gases; he 
found that the growth in hydrogen is inconsiderable. A. E. Outerbridge, 
J. E. Fletcher, and M. Okochi and N. Sato consider that the growth of cast iron 
by repeated heating and cooling through the Ar^-range is caused by the press, of 
occluded gas. T. Kikuta said : 

The growtli of grey ca.st iron during the first lieating ilirough 700° to 800°, is partly 
attributable to the decomposition of cementito. The continuous growth of grey cast iron 
in a vacuum during repeated heating and cooling through the Aj-range is the effect of the 
differential expansion at different microportions of the same specimen, numerous fissures 
or cavities being thus formed in the region of graphite flakes. In an oxidizing atmosphere, 
the growth is accelerated by oxides formed and filling the fissures or cavities during Arj- 
transformation. Thus the effect of oxidation on the growth of cast iron is indirect. The 
growth of white cast iron is almost completed in tla^ first heating to 800°. Abo\it one-third 
of the wliole expansion is due to the decomposition of eute(‘tic and pearlitic cementites, and 
tlie other two-thirds to the minute fissures or cavities formed by the irreversible expansion in 
different microportions of the same specimen. The elongation observable at higher tempera¬ 
tures than the Aj-point is due to the pressure of occluded gases. 

A. Campion anti J. W. Donaldson observed an expansion up to 0*3 per cent, 
after 25 heatings at 450°; a definite growth was also observed at 550°. 
Observations on the subject were made by J. H. Andrew and R. Higgins, 
J. H. Andrew and H. Hyman, P. Bardenheuer and co-workers, 0. Bauer and 
co-workers, W. H. Blackburn and J. W. Cobb, W. C. Bogenschutz, J. W. Cobb, 

J. W. Donaldson, J. S. Durn, J. Durand, W. Freytag, J. W. Gardom, W. H. Hatfield, 
H. M. Howe, T. E. Hull, H. Hurren, J. E. Hurst, D. H. Ingall and H. Field, 

K. L. Keynon, T. Kikuta, 0. Leihener, A. Levi, 0. Lellep, G. C. McCormick, 
R. S. MacPlierran and R. H. Krueger, R. Mitsche, J. H. G. Monypenny, 
K. Morgan, A. L. Norbury and E. Morgan, P. Oberhoffer and E. l^iwowarsky, 
M. Okochi and N. Sato, (’. E. Pearson, E. J^iwowarsky and 0. Bornhofer, 
E. Piwowarsky and co-workers, W. H. Poole, W. E. Remiuers, F. Roll, 
W. Schreck, W. Schwinning and H. Flossner, K. Sipp and F. Roll, R. Stumper, 
V. N. Svechnikoff, Y. Utida and M. Saito, T. Wrightson, F. Wiist and co-workers, 
and F. Wiist and O. Leihener studied the growth of cast iron under tension. 
According to J. Percy : 

Advantage has been taken of the permanent increase in volume which cast iron acquires 
by long exposure to a high teinporaturo, in rendering cannon-sliot serviceable which had 
been cast too small. The shot was heated in a charcoal fire, well embedded in the charcoal, 
and allowed to cool under charcoal dust. Their surface was bluish-grey, and did not 
require any cleaning to fit the shot for use ; whereas in previously attempting to employ 
a hot-blast oven for the same purposes, the surface became coated with firmly adherent 
red oxide, so difficult to detach that it was found preferable to re-cast the shot than incur 
the labour and expense of cleaning them. 

The observations of H. F. Rugan and-H. 0. H. Carpenter, W. H. Hatfield, and 
J. E. Stead show that the method of making over-shrunk castings grow to their 
proper size by re-heating, recommended by A. E. Outerbridge and others, can be 
employed only at the cost of some deterioration of the metal. 

G. Wiedemann and R. Franz ^ said that if the thermal conductivity of silver 
is 100, that of iron is 11-6 ; L. Holborn and W. Wien said that if the conductivity 
of copper is 0-918, that of iron is 0-156, and steel 0-062 to 0-111. F. E. Neumann 
found the thermal conductivity of iron to be ik=0-1638 cal. per cm. per second per 
degree ; A. Berget gave 0-1587 above 0° ; K. Angstrom, 0-1988 at 0°, and 0-1417 
at 100° ; L. R. Ingersoll, 0-1428 between 20° and 100° ; L. Lorenz, 0-1665 at 0°, 
and 0-1627 at 100°; and H. Weber, 0-1485 at 39°. H. Masumoto extrapolated 
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0‘1741 for the thermal conductivity of pure iron. J. D. Forbes obtained for wrought 
iron: 

0 ** 50 ® 100 ® 130 ® 200 ® 275 ® 

Ic . . . 0-2070 0-1772 0*1567 0*1447 0*1357 0-1240 

R. W. Stewart gave for the thermal conductivity of iron, at 0°, A:=0*172(l-0*0011^). 
C. H. Lees gave 0*147 at 18^ and 0*152 at -160^ T. C. Baillie, P. G. Tait, 
P. Straneo, T. S. Taylor, and L. Ott made observations on this subject. For 
wrought iron, W. Jaeger and H. Diesselhorst gave 0*1436 at 18°, and 0*1420 at 
100° ; E. Griineisen gave 0*171 at 18° j W. Beglinger, 0*111 to 0*150 at 8° ; and 
E. H. Hall, 0*1528 at 28°. M. Jakob gave 0*135 for the best representative value 
of wrought iron. For cast iron, W. Beglinger gave 0*093 to 0*153 at 8°; and 

E. H. Hall and C. H. Ayres gave 0*1490 at 30°. M. Jakob gave 0*12 for the best 
representative value of cast iron. G. KirchhofE and G. Hansemann gave 0*0964 
at If)"" for Bessemer steel with 0*52 per cent. C; and W. Beglinger, 0*0985 to 
0*104 at 8°; and for Siemens-Martens steel, 0*133; while E. H. Hall, for similar 
steel with 0*1 per cent, of carbon, gave 0*1325 at 27*2°, and 0*1300 at 59*2°. G. Kirch- 
hot! and G. Hansemann gave 0*1418 at 15° for puddled steel with 0-13 per cent, of 
carbon, and 0*1375 at 15° when 0*25 per cent, of carbon was present. W. Beglinger 
gave 0*123 at 8° for hard Thomas’ steel, and 0*122 at 8° when the steel was softened ; 
hard crucible steel has the value 0*108 at 8°; and the soft steel, 0*105 at 8°. 

F. Kohlrausch gave 0*062 for hard steel, and 0*111 for soft steel. E. Griineisen 
gave 0*124 at 18° for steel with 0-57 per cent, of carbon, 0*123 for steel with 0-99 
per cent, of carbon, and 0*119 for steel with 1*50 per cent, of carbon. W. Jaeger 
and H. Diesselhorst gave 0*1085 at 18° and 0*1076 at 100° for steel with 0*1 per 
cent, of carbon; and C. H. Lees, 0*115 at 18° and 0*113 at —160° for steel with 
0*1 per cent, of carbon. Observations were also made by J. Mercier and P. Michou- 
lier, H. J. French andO. Z. Klopsch, E. M. Bryant, G. Halliday, J. Hirsch, A. C. Kirk, 
M. Zittenberg, A. J. Durston, W. F. Barrett and co-workers, T. M. Barlow, 
.1. W. Bolton, E. J, Janitzky, G. Graf, N. M. H. Lightfoot, A. L. Feild, P. Lejeune, 
♦I. W. Donaldbon, T. J. Ess, H. Schmick, H. Thysseii and co-workers, J. Thoulet, 
H. G. Carpenter, D. Boyce, A. Blechynden, J. G. Hudson, and W. Beglinger. 

11. Masumoto found that in the case of cast iron, and steels, the thermal con¬ 
ductivity decreases rapidly at first, and then slowly as the proportion of carbon 
increases. The annealing of the cast iron raises the conductivity, but a subsequent 
annealing j)roduces no change provided no graphitization occurs. Thus, with 
chill-cast and annealed (at 1000°) cast iron, the conductivities were ; 

Carbon . 2*41 2-67 3 17 3-64 4 13 4-40 4-61 per cent. 

j Chill-cast . 0-0763 0-0702 0-0607 0-0513 0 0435 0-0350 0-0309 

'"\Annealed . 0-0801 0-0760 0-0633 0-0540 00477 0-0390 0-0370 

Graphitization decreases the thermal resistivity by about 3.99 for 1 per cent, of 
graphite. Thus, a sample with 4*35 per cent, of carbon with no graphite had a 
conductivity of 0*0347, and with 3*89 per cent, of the carbon as graphite, 0*1346; 
and a sample with 4*63 per cent, of carbon and no graphite had a conductivity of 
0*0297, and with 4*55 per cent, of the carbon as graphite, 0*1332. By extrapola¬ 
tion, the thermal conductivity of cementite is 0*017 cal. per degree per cm. per 
second, when the corresponding value for iron is 0*1741 at 34°. C. Benedicks 
and co-workers represented the thermal resistivity, the reciprocal of the 
thermal conductivity, by =4*4+8*7270, where EC denotes the carbon value of 
a dissolved element, and it is obtained by multiplying the percentage proportion 
of the element by the ratio of the at. wt. of carbon to that of the element. 
H. Masumoto gave -5*744+2*432[C]+5*081 [Si] H-2*461[Mn]. 

J. W. Donaldson found that the thermal conductivity of grey cast iron varies 
from 0*11 to 0*137 cal. per sq. cm. per sec., and decreases as the temp, rises ; e.g, 
one sample, with 0*65 per cent. Si, had a conductivity of 0*135 at 100° and 0*114 
at 400°, and when the silicon was raised to 1*24 per cent., the corresponding values 
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were 0-127 and 0-109. Silicon, nickel, vanadium, and manganese lower the con¬ 
ductivity —vide infra, the special steels—^the influence of phosphorus is negligible; 
and chromium and tungsten raise the conductivity. Structure is of less importance 
than composition, though ferrite is a better conductor than eutectoidal pearlite. 
K. Honda and T. Simidu obtained the following results for Swedish iron, and for 
steels with different proportions of carbon, between the temp, named : 


Swedish 

/ 30° 

137° 

234° 

375° 

516° 

613° 

710° 

834° 

iron 

\0*134 

0*128 

0-119 

0-109 

0-095 

0-086 

0-084 

0-078 

0*18 

j 30° 

123° 

214° 

325° 

504° 

639° 

768° 

926° 

per cent. C 

\0-108 

0-108 

0-108 

0-101 

0-089 

0-085 

0-072 

0-075 

0-44 

/ 30° 

156° 

230° 

392° 

540° 

643° 

773° 

862° 

per cent. C 

\0-081 

0-080 

0-081 

0-079 

0-072 

0-070 

0*060 

0-062 

0-G4 

/ 30° 

118° 

248° 

368° 

523° 

639° 

771° 

926° 

per cent. C 

\0-105 

0-106 

0-103 

0-098 

0-088 

0-086 

0-069 

0-076 

0-80 

/ 30° 

179° 

242° 

369° 

508° 

629° 

757° 

897° 

per cent. C 

10-101 

0-101 

0-101 

0-095 

0-092 

0-082 

0-073 

0-077 

102 

/ 30° 

116° 

254° 

360° 

544° 

625° 

758° 

886° 

per cent. C 

\0-103 

0-101 

0-103 

0-100 

0-095 

0*089 

0*074 

0-077 

1-30 

1 30° 

110° 

214° 

322° 

530° 

637° 

749° 

874° 

per (‘cnt. C 

\0-086 

0-086 

0-087 

0-088 

0-078 

0-074 

0-066 

0-067 

1-50 

/ 30° 

129° 

219° 

303° 

418° 

527° 

631° 

775° 

per cent. C 

10-086 

0-086 

0-087 

0-085 

0-083 

0-074 

0-074 

0-066 


K. Honda and T. Simidu observed that G. Wiedemann and K. Franz's law - 
3. 31, 5 - holds for temp, up to about 900'’; and L. Lorenz’s law—3. 21 , 5 - applies 
for Swedish iron ; but for steels, the conductivity-resistance curve does not pass 
through the absolute zero. The subject was discussed by A. Eucken and K. Dittrich. 
T. Simidu observed that for forged, quenched, and annealed steels, the products 
of the thermal and electrical conductivities are approximately constant, the mean 
value is 0-185 or 7-75 xlO^® in c.g.s. units. This is greater than the theoretical 
value 6*5x1010, and the discrepancy is attributed to a special molecular condition 
of the steels which is distinguished from that of other metals by their ferromagnetism. 
H. Masumoto found that the product of the electrical resistance and thermal con¬ 
ductivity of iron is a little greater than the theoretical; with increasing impurities 
the product increases slightly. With steels and cast iron, the products increase 
slightly with increasing carbon-content. Graphitization causes a large increase in 
the product. Extrapolation gives 0-24 for the product with cementite. The subject 
was discussed by G. Kirchhoff and G. Hansemann, F. Kohlrausch, A. C. Mitchell, 
E. Griineisen, F. A. Schulze, E. D. Campbell and W. C. Dowd, E. Griineisen and 
E. Goens, W. G. Kannuluik, R. Kikuchi, and F. A. Fahrenwald. 

The “ temperature ” conductivity, represented by a^—klDc, where D denotes 
the sp. gr., and c the sp. ht., was found by G. Kirchhoff and G. Hansemann to 
be for puddled steel with 0-13 per cent, of carbon, o.i094_o-O(X)34 (d—15), and 
with 0*25 per cent, of carbon, ^0*1637-0*00027 (^—15); and for Bessemer steel, 
ft2^0*l 148-0*00019 (fl-15). 

P. W. Bridgman found the press, coeff. for the thermal conductivity to be 
— 0*003 for press, between 0 ° and 12,000 kgrms. per sq. cm. For pressures up to 
12,000 kgrms. per sq. cm., P. W. Bridgman found a 0*3 per cent, reduction in the 
thermal conductivity, so that the press, coeff. for the conductivity is — 0 * 003 . For 
loads in tension of 2050 and 1025 kgrms. per sq. cm., P. W, Bridgman found the 
percentage change of thermal conductivity to be respectively —0*534 and —0-32 ; 
the proportional change of thermal conductivity, respectively — 2-61xl0~® and 
-3-08 x 10“® ; and the proportional change of sp. thermal conductivity, respectively 
—1-90x10-® and 2-37x10“®. A. Johnstone found that stretching increased the 
thermal conductivity about 0-5 per cent, for a tension of about 0-7 of the elastic 
limit, and when the tension was withdrawn the conductivity returned to its 
original value. H. M. Brown found that a longitudinal magnetic field of 10,000 
gausses decreased the thermal conductivity 1-14 per cent., and a transverse field 
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of 4000 gausses decreased it 0*4 per cent.— vide infray magnetic properties of iron. 
C. Schwarz, A. M. Kuhlmann and A. D. Spillman, S. Saito, E. J. Janitzky, C. Bene¬ 
dicks and co-workers, and F. Riedel investigated the distribution of the temp, 
in the interior of masses of cooling steel. 

The specific heat of iron was found by H. Tomlinson ^ to be 0*11302 between 0 
and 100°; J. C. Wilcke gave 0*126; A. Crawford, 0*1269; W. Irvine, 0*143 ; 
P. L. Dulong and A. T. Petit, 0*1098 between 0° and 100° ; 0*1150 between 0° and 
200°; 0*1218 between 0° and 300°; and 0*1255 between 0° and 350°; 
H. V. Regnault gave 0*11352 between 19° and 98°, and 0*11380 at a red-heat. 
E. B^de gave 01123 between 15^ and 100°; 0-1153 between 16° and 142°; and 
0-1233 between 20° and 274°. L. Lorenz gave 0*1050 at 0°, 0*1107 at 50°, and 
0*1136 at 75° ; A, Naccari, 0*1091 at 15°, 0*1151 at 100°, 0*1249 at 200°, and 0*1376 
at 300°. J. Pionchon gave 0*17654 at 500°, 0*32431 at 700°, 0*218 between 720° 
and 1000°, and 0*19887 between 1000° and 2000°. E. Griineisen gave ^^—0*0851 
between —190° and 17°, and Cp^O-112 between 17° and 100°. The sp. ht. of iron 
increases rapidly with a rise of temp.; and the metal undergoes a change between 
660° and 720°, since the ap, ht. at 700° is greater than it is at 720°. W. N. Hartley 
gave 0*213 for the sp. ht. between 750° and 1000°, 0*218 between 954° and 1006°, 
and 0*19887 between 1050° and 1700°. P. Oberhoffer said that the mean sp. ht. 
of iron increases from 0*1221 at 250° to 0*1675 at 750° and then remains practically 
constant up to 500°. 0. Byrstrom gave for the sp. ht. of purified iron : 

0 ° 50 ® 100 ° 150 ° 200 ° 250 ° 300 ° 

Iron. 0 111641 0 112359 0*113795 0*115960 0*118821 0*122410 0*126719 

P. L. Dulong and A. T. Petit represented the effect of temp, on the true sp. ht. 
by O*lO62+O*O4560-f-O*O62402^ and on the mean sp. ht. by 0 * 1062 + 0 * 0428 ^ 40 * 07802 ^ 
0. Byrstrom, on the true sp. ht. by 0*11164+ 0 * 0571 ^+ 0 * 0 gl43602, and on the 
mean sp. ht. between 0° and 660°, J. Pionchon gave 0*11012+0*04250-1 0*0754702 ; 
between 660° and 720°, 0*57803-0*0014360+0*05119502; between 720° and 
1000°, 0*218-390“ 1; and between 1050° and 1160°, 0*19887-23*440“i. W. A. Roth 
and W. Bertram gave for the sp. ht., c, of a-iron up to 720°, c—0*1060-1 0*046003 
(0 — 20); and for the true at. ht.: 

100 ° 200 ° 300 ° 400 ° 500 ° 600 ° 700 ° 

c . 6*46 7*13 7*80 8*47 9*14 9*81 10*48 

J. A. Marker found the mean sp. ht. of iron—containing 0*01 per cent, of carbon, 
0*02 per cent, silicon, 0*03 per cent, sulphur, and 0*04 per cent, phosphorus— 
between 0° and 

200 ° 500 ° 750 ° 850 ° 900 ° 1050 ° 1100 ° 

r . 0*1175 0*1338 0*1537 0*1647 0*1644 0*1512 0*1534 

(J . — 7*47 8*58 9*20 9*18 8*44 8*57 

W. Jaeger and H. Diesselhorst gave 0*1054 for the sp. ht. of iron at 18°, and 0*1185 
at 100°; P. Schiibel, 0*1096 between 18° and 100°, 0*1201 between 18° and 300°, 
and 0*1351 between 18° and 600° ; and W. A. Tilden, 0*10983 between 17° and 100° ; 
and H. Schimpff, 0*1098 between 17° and 100°. 

H. A. Jones and co-workers represented the at. ht. at T° K. by 0^— 4*39 
+0*00405T. W. H. Dearden found the sp. ht. of iron—^with 0*04 per cent, of 
carbon ; 0*006, S ; 0*006, Si; and 0*069, P—^to rise from 0*0852 at 17° to a maximum 
of 0*1942 at 108°, and then to fall to about 0*12 in the range of 150° to 200°, and it 
then rises again. This has not been confirmed. The high value at about 110° is 
said to correspond with other abnormalities, sonorousness, resistance, and me¬ 
chanical properties. E. Lecher reported a maximum at about 740°. H. Klinkhardt 
found the A 2 -arre 8 t approximates to 760° with a step-down of rather more than 
8 cals, per gram-atom per degree. He gave for the minimum value approximately 
10*3 cals, per gram-atom per degree for jS-iron, and 8*6 fory-iron. Observations 
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were made by J. B. Austin, F. K. Bailey, L. F. Bates, A. L Brodsky, H. Kdink- 
hardt, F. Morawe, J. F. Shadgen, N. Stiicker, and M. StupakofF. For W. Gerlach’s 
curve of the temp, coeff. of the sp. ht., vide infra, the electrical resistance of iron. 

P. Weiss and co-workers investigated the heat changes which occur through 
the ranges where iron is losing its magnetization, and they found that the sp. ht. 
increased to a maximum as the substance approached the Curie point; there was 
then an abrupt drop in the curve to a low value characteristic of paramagnetic 
substances. The magnetic transformation is thus associated with a comparatively 
large change in the internal energy, which is manifested by the excess of sp. ht. 
over what was normally expected. This excess falls off with diminishing temp, 
below the Curie point, but it is still sensible at room temp, so that it alters the 
shape of the sp. ht. curve. P. Weiss and P. N. Beck gave: 

170® 202-7® 453® 598® 711® 753® 777-7® 806® 844-3® 873-7® 

c . 0-1012 0-1168 0-1468 0 1766 0-2186 0-3136 0-2280 0-2179 0-2206 0-2503 

F. Wiist and co-workers obtained confirmatory results, but they smoothed their 
curve so that the deviations were either eliminated or averaged. F. Wiist and 
co-workers gave for the mean sp. ht. of purified iron, 0 - 10545 + 0 - 045684 ^ between 
0° and 725+ 0-1592-1-63^-1 between 785° and 919°; 0-14472+18-31^-1+0-075^ 
between 919° and 1404-5°; 0-21416-77-180-1 between 1404-5° and 1528°; and 
0-15012+70*030-1 between 1528° and 1600°. For the sp. ht., they also gave 
0-10545+0-000113680 between 0° and 725°; and 0-14472+0-06100 between 919° 
and 1404-5. R. Durrer gave the sp. ht., c, and the at. ht., (7, of electrolytic iron, 
between 0 ° and 

Solid Molten 

, -- , , - , 

725® 785® 018® 920® 1404^ J405® 1528® 1528° 1600® 

c . 0-1467 0-1671 0-1574 0-1647 0-1578 0-1592 0-1637 0-1959 0-1939 

C . 8-19 8-77 8-79 9-20 8-81 8-89 9-14 10-94 10-83 

Discontinuities in the curve at 1404° and 919° correspond with the A 4 - and 
As-arrests, respectively. The character of the curve at the A 2 -arrest between 725° 
and 785° is different from the others, and it is attributed to the reversible trans¬ 
formation a-Fe^j3-Fe. S. Uinino found the mean and true sp. hts. of iron with 


: per cent, of carbon to be: 

100 ° 200 ° 

400® 

()00® 

700° 

750° 

800° 

850° 

Mean 

. 0-1102 

0-1133 

0-1226 

0-1347 

0-1436 

0-1494 

0-1678 

0-1645 

True 

. 0-113 

0-121 

0-144 

0-178 

0-215 

0-251 

0-273 

0-262 


900° 

1100° 

1200° 

1300° 

1400° 

1500° 

1570° 

1630® 

Mean 

. 0-1682 

0-1699 

0-1696 

0-1698 

0-1725 

0-1726 

0-1570 

0-1630 

True 

. 0-170 

0-176 

0-180 

0-182 

0-186 

0-188 

0-222 

0-222 


The abnormal values for the true sp. ht., in the range of the ferromagnetic change, 
are shown up by the curves. The sp. ht. of the molten metal does not change in 
the range of temp, examined. S. Uinino measured the sp. lit. of electrolytic iron, 
and obtained for the true sp. ht., c: 

850® 900® 950® 1000® 1200® 1350° 1450® 1500° 1560° 

c . 0-185 0-186 0-161 0-163 0-172 0-179 0-185 0-185 0-194 

The results are plotted in Fig. 242, along with values for the mean sp. ht. There 

are abrupt changes at the A 3 - and A 4 -arrest 8 , and at the m.p. In the other ranges 
of temp., the sp. ht. increases linearly with temp. Above the A 2 -point, the sp. ht. 
remains constant until the A 3 -point is reached, when there is a discontinuous 
decrease, but afterwards, an increase with rise of temp, up to the A 4 -point, where 
a discontinuous increase again occurs, and then remains constant. During fusion 
there is a marked increase. The two portions of the true sp. ht. curve, lying above 
and below the curve for y-iron, probably fall on the same straight line. A. Mallock 
observed no discontinuity in the sp. ht. between 1400° and 1500°, but the sp. ht. 
at ordinary temp, is about three tim^ as great as it is above the recalescence point. 



152 


INORGANIC AND THEORETICAL CHEMISTRY 


J. Maydel gave for the at. ht., ^=8-803-938-9(d+330)“i. A. Eucken ai^ 
H. Werth gave for the at. hts. at constant vol. and constant press., and for 
the characteristic temp, in Debye’s function— 1. 13, 15— for electrol^^tic iron : 


K. 16-90° 26-80° 

Cp . 0-03732 0-1126 

Cv . 0-03732 0-1126 

e . 392 431 


40-00° 84-00° 109-90° 

0-3673 2-182 3-200 

0-3673 2-178 3-189 

430 420 417 


148-62° 189-64° 206-69° 

4-312 5-015 6-245 

4-286 4-970 6-182 

396 368 350 


F. M. Jager gave 5-89 Cals, for the at. ht. of a-iron at 0°; 21-0 (^als. at 756 ; 
8*89 Cals, at 790° (jS-iron), and it remains constant at 8'086 Cals, between 919° and 
1200° ; at 1404-5° it becomes about 12 Cals., and quickly falls to 8*382 Cals. (8-iron), 
which value it retains up cO the m.j>. 




Fig. 242.—The Specific Heats of Iron (0-04 jici* 
cent, of Carbon) and of Cast Iron (4-12 per cent, 
of Carbon). 


Fi(i. 243. “• The Effect of 
Temperature on the Specific- 
Heat of Iron. 


For temp, below atmospheric, U. Behn gave 0-0721 between —186° and —79°, 
and 0*0999 between -79° and 18°; P. Ewald, 0*0697 at -135°, 0*1001 at - 38°, 
and 0*1062 at 28° ; P. Nordmeycr and A. L. Bernoulli, 0*095 between —185° and 
20° ; T. W. Richards and F. G. Jackson, 0*0859 between 20° and —188°; and 
J. Dewar, 0*0175 between —253° and —196°. E. H. and E. Griffiths’ results down 
to —223°, and P, Gunther’s for still lower temp,, are as follow : 

OT-S" 20-6^ 0“ -63* --163'’ -223® -2311® -237 9® -2411® 

c . 0-1137 0-1078 0-1046 0-0960 0-0621 0-0176 0-0058 0-0043 0-0027 

C . 6-35 6-02 6-84 6-36 3-47 0-98 0-325 0-244 0 162 

W. H. Rodebush and J. C. Michalek gave 0-0326 at —200-2°; 0-0491 at —182-7°; 
and 0*096 at —75*1° ; and M. Kawakami, 0*1133 between 30° and 172*3°; 0*1148 
between 30° and 205*8°; and 0*1170 between 30° and 250°. Observat-ions on 

sp. ht. were also made by F, A. Fahrenwald, J. W. Richards, H. Khnkliardt, 

H. E. Schmitz, and M. Pirani. 




Fig. 244.—The True Specific Fig. 245.—The Thermal 

Heat of Iron. Capacity of Iron. 

The data were collected by 0. 0. Ralston, and the results for the sp. ht. and the 
thermal capacity of iron are summarized in Figs. 244, 245. The sp. ht. rises 
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from absolute zero and, as ordinary temp, is approached, it turns off to a horizontal 
asymptote as in the case of most substances. The effect of the magnetic com¬ 
ponent of the sp. ht. now appears bending the sp. ht. curve upward until a peak 
is reached where the magnetic change proceeds for test. After the Curie point, 
A 2 , is reached, the sp. ht. of paramagnetic a-iron, i.e. j9-iron, is nearly constant, 
and then abruptly changes at the A^-arrest and remains nearly constant in the 
nmge of stability of y-iron. There is another break at the A 4 -arrest as 6-iron is 
formed, and, according to P. Oberhoffer and W. Grosse, the value for S-iron is a 
continuation of the curve for normal a-iron. There is another break at the m.p., 
and the sp. ht. of molten iron then remains constant. The tliermal capacity curve, 
Fig. 245, explains itself. A gram of cold iron requires 252^*3 cals, to bring it to the 
m.p., and 317-2 cals, to produce a gram of liquid iron from cold iron ; and it also 
follows that at the b.p. of iron, it requires 613 6 cals, to produce a gram of liquid 
iron at the b.p., or 2403-6 cals, to produce a gram of iron gas at its b.p. It is assumed 
that the sp. ht. of molten iron is constant 0-176, and that the latent heat of vaporiza¬ 
tion is near 100 Cals, per gram-atom. The thermal capacity curve for ferro¬ 
magnetic a-iron is not a straight line, but rather a curve of increasing slope which 
culminates in the A 2 -arrest. The energy required to raise the temp, is expended 
in increasing the thermal motions of atoms or groups of atoms in the space-lattice, 
in increasing the distance between the atoms in the space-lattice, in overcoming 
the tendency of the atoms to orient themselves magnetically, and in electronic 
displacements. 

P. Weiss, on the basis of his theory of an internal field, showed that a ferro¬ 
magnetic substance should exhibit characteristic changes in the neighbourhood of 
its magnetic critical point. The argument runs somewhat as follows : 

Tlie magnetic energy per e.c. of a ferromagnetic subhtanco is U’ —— |///, where 1 is 
tlie intensity of magnetization, and H is the molecular field. It is assumed that 
where n is a constant dojieruhmt on the nature of the materia!. Hence, W = and 

d]yldt~- wliere T is the temp. dW jdt will (“ontribute to the sp. heat of the 

substance which Mill become equal to S-8-\ {\lpJ){dWjdl), where 8 denotes the sp. ht. 
neglecting the magnetic contribution ; A', the total sp. ht. ; p, the density ; and J, the 
mechanical eq. of heat. Consequently, tS—8—{nj2pJ)d{l^)ldT, 

From the shape of the magnetization-temperature curves, P. Wf^iss concluded 
that the sp. ht. should rise to a maximum at the critical temp., and then decrease 
discontinuously owing to the disappearance of the magnetic term. The results 
of observations with iron found by P, Weiss and co-workers, A. Piccard and 
A. Carrard, were not wholly in agreement with the theory. The best results were 
obtained with nickel, but the observations of W. Sucksmith and H. H. Potter with 
Heusler’s alloy and with nickel were not in agreement with P. Weiss’ theory of the 
sp. ht. of ferromagnetic substances. Similarly with L. F. Bates’ observations with 
manganese arsenide. 

A. Weinhold gave for the sp. ht. of wrought iron, between 6 ^ 2 . 

c ^ 0-105907 -f- 0-00003269(^2- ^ 1 ) I" 0-0722159(02“ ^ 1 )^ + 0-03110795(02~ ; 

A. Naccari, c - 0-104400-00010750 ; and E. Bhde, c-0-1053+0-0000710. 

B. V. Regnault found for hardened steel of sp. gr. 7*7982, 0*1175 between ordinary 
temp, and 100°, and for annealed steel of sp. gr. 7*8609, 0-1165. C. Chappell and 
M. Levin observed no difference, within the limits of experimental error, between 
the sp. ht. of cold-drawn metals, before and after annealing. The sp. ht. of mild 
steel Was 0-1117 to 0*1120, and that of hard steel 0*1132 to 0*1134 in the two con¬ 
ditions respectively. 0. Byrstrom’s values for the sp. hts. of cast iron and of 
cast steel are : 

0 ® 50® 100® 150® 200® 250“ 300® 

Cast steel . 0 11782 0-11860 0 11986 0 12190 0 12462 0 12802 0 13211 

Cast iron . 0-12768 0-12830 0 12954 0-13140 0-13388 0-13698 0-14070 

G. Petterson and E. Hedelius gave for wrought iron 0*108079 between 4:° and 27°. 
B. V. Regnault gave 0*12983 for white cast iron, 0*12728 for cast iron, and 0*11848 
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for cast steel. W. Schmidt found the sp. ht. of pig-iron with 
eutectic proportion, 4*35 per cent, of carbon, was 0*3136 between 1175 and Lfi/ , 
and 0*3216 from 1275° to 1375°. S. Umino found the mean and true sp. hts. ot 
cast iron with 4*12 per cent, of carbon to have the values : 


Mean . 
True . 

100® 

0-1308 

0-131 

200® 

0-1341 

0-139 

400® 

0-1400 

0-159 

500® 

0-1417 

0-172 

600® 

0-1482 

0-187 

700® 

0-1542 

0-207 

800® 

0-1679 

0*194 

900® 

0-1712 

0-198 

Mean . 
True . 

1000® 

0-1748 

0-202 

1050® 

0-1773 

1100® 

0-1776 

0-207 

1150® 

0-1791 

1200® 

0-2191 

0-215 

1250® 

0-2188 

0-215 

1300® 

0-2185 

1350® 

0-2185 

0-215 


W. Brown found an increase in the sp. ht. of iron with 0*0089 per cent, of carbon , 
and for steels with about 0*1 per cent, of silicon, 0*14 to 0*32 per cent, of manganese, 
and 

Carbon . . 0 028 0-05 0 14 0-89 1-23 per cent. 

Sp. ht. . 0 1134 0 1136 0 1144 0-1192 0-1234 

whilst for steels with about 0*48 per cent, of silicon, 0*58 per cent, of manganese, 
and 0*58, 1*00, and 1*25 per cent, of carbon, the sp. hts. were respectively 0*1170, 
0*1220, and 0*1225. While A. Meuthen found breaks at 1*0 per cent, of carbon in 
the curves for the sp. ht. of steels with different proportions of carbon, M. Levin 
and H. Schottky obtained only a linear relation. K. Honda gave for forged and 
annealed steels between 20° and 150°: 

Carbon. 0-00 0-10 0-20 0-50 0*70 0-89 Ml 1*29 1-48 per cent. 

Forged . 0-1126 0-1135 0-1145 0-1179 0-1195 0-1219 0-1225 0-1230 0-1233 

Annealed -- 0-1131 0-1129 0-1144 0-1167 0-1187 0-1190 0-1197 0-1212 

for quenched steel, 0*1188; and when annealed, 0*1176 ; and for cast iron, 0*1371 

when cast; annealed at 670° for 5 mins., 0*1345 ; for 10 mins., 0*1316; and for 
60 mins., 0*1158. 

The sp. ht. of steel should be the sum of the sp. hts. of the contained ferrite 
and cementite, so that the relation between the percentage of carbon and the 
sp. ht. should be linear. A. Meuthen, however, found that the curve between 
0° and 700° consists of two straight lines intersecting at the eutectoid composition. 
6. Tammann said that this peculiarity is due to a difference in the size of the 
cementite grains. M. Levin and H. Schottky observed that with annealed steels 
there is a linear relation between the sp. ht. and the carbon concentration at room 
temp, as well as at temp, below the Aj-point. K. Honda showed that the sp. ht. 
of iron is not a linear function of the proportion of carbon, but is modified by the 
presence of stresses. The decrease in the sp. ht. of quenched steels produced by a 
prolonged annealing at 650° is partly due to the release of the strain, and partly 
to the decomposition of the cementite during the annealing. A high degree of strain 
in a metal is accompanied by an internal or a molecular disorder, which is equivalent 
to a small degree of freedom, and hence causes an increase in the sp. ht. 

The sp. ht. of cementite has been worked out by S. Umino, who found the true 
sp. ht., Cp, and the mol. ht., Cp, to be 

0° 200® 220® 300® 500® 600® 700® 800° 900® 

Cp 0-1475 0-1495 0-1497 0-1225 0-1660 0-1785 0-1925 0-2100 0-2264 

Cp 26-9 51-5 100*4(17-9) 21-1 29-6 35-9 37-7 — — 

The results were plotted as a smoothed curve by S. Umino, but 0. C. Ralston 
showed that the curve has the form shown in Fig. 246, where the break is the 
Ao-arrest, that is, the temp, of magnetic transformation, or the Curie point of 
cementite. Obviously, in determining the sp. ht. of steels at elevated temp, by 
quenching, the hot metal in the liquid of the calorimeter may alter the nature of the 
constituents. If quenched from below 720°, the thermal capacity will be a function 
of the carbon-content, but if quenched in the calorimeter from higher temp, the 
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tbermal capacity will be a function of the proportion of austenite, martensite, 
troostite, sorbite, or pearlite. The energy changes involved in passing from 
austenite to martensite, and from martensite to pearlite have been studied by 
N. Yamada, S. Umino, and A. Meuthen —vide infra. S. Umino's values for the 
sp. ht. of electrolytic iron and different steels are shown in Fig. 247. 

E. Griineisen found the effect of pressure, p, on the sp. ht., c„, of iron to be 
dCplCpdp==~-0^0Qil ; and dv/vdp—O-OgGO. J. Russner, B. V. Hill, and J. R. Ash¬ 
worth discussed the relation between the thermal and magnetic constants of iron ; 
E. Griineisen and E. Goens, the sp. ht. and sp. resistance —vide infra, electrical 
resistance; and J. Russner, and A. H. Stuart, the relation between the sp. ht. 
and the mechanical constants. According to J. Stefan, and A. Wassmuth, the sp. 
ht. of magnetized iron is greater than that of unmagnetized iron. J. W. Richards, 
and J. May del discussed some relationships of the sp. ht.; and K. Forsterling, 
the relationsliip between the lattice energy and the sp. ht. E. I). Eastman and 
co-workers calculated T,—O-IO Gal. per degree per mol. 



Fig. 24C.- Tlie Specific Heat 
of Cementito. 


Fig. 247.—Mean Specific Heat Curves of 
Iron and Steel at Different Temperatures. 


Amongst the older determinations of the melting-point of iron there is one by 
L. B. G. de Morveau ® at 175^ on the Wedgwood scale, and one by G. S. Mackenzie 
at 158° on the same scale. J. F. Daniell gave 1587°; C. S. M. Pouillet, 1500°; 
T. Carnelley, 1804°; R. Pictet, 1600° ; F. Osmond, 1520° ; and W. C. Roberts- 
Austen, 1600°. W. R. Mott gave 1507° for the m.p. of iron ; C. Brisker, 1500°; 
F. Wiist and co-workers, 1528° ; S. Umino, 1535° ; P. Oberhoffer and W. Grosse, 
1528° ; H. C. H. Carpenter and B. F. E. Keeling, 1505° ; A. Muller, 1485° to 1525° 
on the heating curve, and 1505° to 1485° on the cooling curve. For purified iron, 
B. 8aklatwalla gave 1510°; H. Harkort, 1501°, and 1504°; D. Hanson and 
J. R. Freeman, and E. M. Terry, 1530° ; R. Sahmen, 1532° ; A. G. C. Gwyer, 1515° ; 
R. Ruer and E. Schiitz, 1502° ; E. Isaac and G. Tammann, 1524° to 1527° ; 
W. Guertler and G. Tammann, 1492° ; C. Benedicks and co-workers, 1525° ; and 
when 0-1 per cent, of carbon is present, 1480° ; R. Ruer and R. Klesper, and 
R. Ruer and F. Goerens, 1528° ; J. H. Andrew and D. Binnie, 1537° ; F. S. Tritton 
andD. Hanson, 1535°±5°; K. Honda and H. Endo, 1530°; W. Gontermann, 1525°; 
N. S. Konstantinoff, 1514°; G. K. Burgess, 1507° ; G. K. Burgess and R. G. Wal- 
tenberg, 1533°, for electrolytic iron with 0 012 per cent, of carbon, 0 072, H; 
0*013, Si; and 0*004, P. C. H. M. Jenkins and M. L. V. Gayler gave 1527J:3° 
for the m.p. of 99*98 to 99*99 per cent, iron ; this value is based on the assumption 
that the m.p. of palladium is 1555°, and that of gold, 1063°. The observation of 
H. C. H. Carpenter and B. F. E. Keeling is based on the m.p. of platinum, 1710° ; 
more recent determinations place the m.p. of platinum 45° to 65° above this value, 
and hence H. C. H. Carpenter and B. F. E. Keeling’s value should probably be 
20° to 30° above 1505°. L. I. Dana and P. D. Foote, and W. Guertler and M. Pirani 
gave for the best representative value, 1530° ; H. C. H. Carpenter, 1505°; and 
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0. C. Ralston, 1537°. A. Mallock studied this subject. T. Carnelley discussed the 
relation between the m.p. and the coeff. of thermal expansion; W. Crossley, the 
relation between the m.p. and the at. vol.; K. Honda and H. Masumoto, and 
L. P. Sieg, the relation between the elastic constants and the m.p.; and G. Moressee, 
the relation between the m.p., the at. wt.', and the latent heat of fusion. 

The liquidus and solidus curves for iron and carbon alloys were measured by 
H. V. H. Carpenter and B. F. E. Keeling, R. Ruer and R. Klesper, S. Kaya, 
R. Moldenke, J. H. Andrew and D. Binnie, and K. Honda and H. Endo— vide 
sujyra, the equilibrium diagrams. R. A. Hadfield gave 1135° for the m.p. of 
Swedish iron with 4 per cent, of carbon ; 1220° for grey foundry iron with 3*5 per 
cent, of carbon (1*75 per cent. Si, and 0*5 per cent. P); 1410° for steel with 0*90 per 
cent, of carbon ; 1453° for steel with 0*30 per cent, of carbon ; and 1475° for 
steel with 0*10 per cent, of carbon. E. Widawsky and F. Saiierwald gave for the 
liquidus temp, of the iron-carbon alloys : 

Carbon . 0-0 0-5 1*0 1-5 2 0 2*5 3 0 3-5 4 0 4-5 per cent. 

Liquidus, 1533'’ 1480" 1458" 1422 1382" 1341" 1290" 1232° 1170" 1150" 

W. Schmidt said that temp, discontinuities at T° K. in the various physical 
properties of iron conform with the relation T^nT^jm, where the m.p. of 
iron, is taken as 1803° K., m —14, and n is an integer less than 14. The effect of 
press, on the m.p. obtained by Clapeyron's equation—1. G, 4- for d(;~0*2735 c.c., 
and one atm. press., is dJ-0*00330, meaning that the change in the m.p. is 0*0033° 
per atm., or 1 ° per 3CK) atm. The effect of press, on the A 3 - and A 4 -arrcsts has been 
previously discussed. Z. Herrmann studied the energy at the in.j). ; and E. Kordes 
gave 1*52 for the entropy change on melting. 

Most metals pass abruptly from the solid to the liquid state, and are in some 
cases brittle and easily pulverized near the temp, of incipient fusion, and even if 
there is a temp, at which the metal becomes viscid before melting, the range between 
that temp, and the m.p. is very narrow. Ordinary iron is remarkable in developing 
a viscid character through a considerable range of temp, below its m.p. Thus, at 
a bright red-heat, the iron is soft enough to be forged ; and at a white-heat, it is so 
pasty that two pieces when pressed together unite intimately and firmly, as also in 
the operation of welding. Platinum, like iron, is a weldable metal. T. Scheerer 
said that if the iron be quite free from carbon, or nearly so, it can only be im¬ 
perfectly welded, and even that with great difficulty; he considered that the 
carbon is necessary to prevent the formation of a layer of oxide on the surface, 
which prevents adhesion. J. Percy questions the fact and the explanation. The 
welding may be effected by the extrusion of the melted scale, but if the scale be nolT 
liquid the iron will not weld. T. Wrightson compared the phenomenon of welding 
in iron to the regelation of ice. Wrought iron at a welding temp, possesses the 
same property of cooling under pressure as exists with freezing water, and on 
which the accepted theory of regelation depends. The process of melting together, 
and the process of welding differ in that the latter occurs at a temp, much below 
the m.p. As in the case of the regelation of ice, the property of welding in iron 
depends upon a critical condition existing over a limited range of temp, between 
the molten and the plastic state. T. Turner discussed the semi-fluid state of iron. 
F. J. R. Carulla noted that the interior of a block of mild steel may be raised to the 
fusing point whilst the exterior remains solid, and if the surface be pierced the 
molten interior can be drained off leaving an empty shell. G. J. Snelus thought 
that the surface had become decarburized by air. R. Wright and R. C. Smith, 
and R. C. Smith found that reduced iron sinters at 750° to 850°, and precipitated 
iron at 750° ; and B. Garre showed that at about 700° the metal diffuses from 
particle to particle in the solid state so that the tensile strength of iron powder, 
compressed at 3000 kgrms. per sq. cm., is raised from 10 to 19*4 kgrms. per sq. mm. 
after being heated to 700°. The sintering of powdered iron was studied by 
L. Schlecht and co-workers. 
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According to R. Hare,*^ if an electric current be passed by means of charcoal 
points through iron, in vacuo, there is formed a quantity of the vapour of iron 
which burns with a flash on admitting air, and deposits a yellow film on the glass. 
H. Pellat said that steel acts on a photographic plate even when separated by a 
sheet of cardboard, but not when separated by a sheet of glass ; the action is 
attributed to the volatilization of the metal at ordinary temp. R. Colson obtained 
negative results with iron. Possibly the effect was due to the escape of occluded 
reducing gases. W. Crookes said that the comparative volatility of electrically 
heated wires of iron is 5*50 when that of gold is 100. According to A. Knocke, the 
volatilization of iron is sufficiently great to be detected at 755° in vacuo. 

G. W. C. Kaye and D. Ewen found that when iron is heated to 950'' in an inert 
atm., particles are emitted at right-angles to the surface, leaving the surface etched 
and pitted. The effect is distinct from volatilization. E. Botolfsen found that 
iron can be sublimed in a high vacuum at temp, below its m.p. The effect is 
independent of the origin of the iron and of the presence of certain substances likely 
to act as catalysts, and at 1300" its rate is of the order of 0*07 per cent, per hr. The 
sublimate takes the form of a thick deposit of metallic crystals, and is almost pure. 
J. W. Mellor has noticed a similar effect on the surface of glass and vitreous porcelain 
if heated rapidly ; in this case the effect is probably a mechanical disintegration 
produced by occluded gases. 0. Ruff and W. Bormann gave 2450" for the boiling- 
point of iron; H. A. Jones and co-workers, 3202"; 0. Watts, 2600"; H. C. Green¬ 
wood, 2723° to 2925° ; E. Mack and co-workers, 2723°; and W. R. Mott, 3000°. 

H. Moissan found that iron can be readily volatilized in the electric arc furnace. 
A sublimate or distillate of iron can Ije obtained as a grey powder mixed with 
brilliant mallbable scales. The distillation of iron by this process is difficult owing 
•to the violent frothing produced by occluded gases. 0. Ruff and co-workers 
studied the b.p. of soln. saturated with carbon. H. A. Jones and co-workers gave 
for the rate of evaporation, of iron, logjom-^40-231/4-577—(863504-210)/4-577T 
- (0-971/4-577)logioT-0-()0203T/1-577-2675/(4-577 X 3475) ; and for thh vapour 
pressure, p mm., lognjy;40-231/4-977 [ 3-486 — 2675/(4-577 x 1808) — (86350 
-f240)/4-577r-(0-971- 0-5)logjor -0-002037/4-577; or 

T'^K. . ()00^ 1000’ 1500’ 2000’ 2600^ 3000’ 3600° 

p, . 2 - 48 x 10 20 1.76X10’ S-OO^'IO^ aOvlO-* 35xJ0* 22x10- 10xl0« 

H. C. Greenwood estimated a vaj). jjress. of 760 mm. at 2450°. J. Johnston gave 
for the vap. press, log 170007—1-1-9-10 ; and R. W. Millar, p mm., of liquid 
iron, logp-=l’7151 log 7—184407“^ +14-221; and for the b.p. at different press.: 

p . . 760 500 300 100 50 10 1 0-1 rnrn- 

B.p. . 3235 3097 2930 2670 2520 2225 1900 1655 

L. E. Gruner 8 gave for the heat of fusion of white cast iron 32 to 34 cals, per 
gram, or 1-8 to 1-9 Cals, per gram-atom ; and for grey cast iron, 23 cals, per gram, 
or 1-3 Cals, per gram-atom. For purified iron, at 1528°, F. Wiist and co-workers 
gave 49-4 cals, per gram, or 2-75 Cals, per gram-atom; R. Durrer, 49-35 cals, per 
gram; Y. Chu-Phay, 66-4 cals.; W. Schmidt, 59 cals, per gram, or 3-3 Cals, per 
gram-atom ; S. Umino, 65-65 cals.; and P. Oberhoffer and W. Grosse, 64-38 cals. 
C. Brisker based a calculation on assumptions as to the state of carbon in soln., 
and from the equation for the lowering of the f.p., obtained 31-6 cals, per gram, or 
1-765 cals, per gram-atom, or when re-calculated by 0. C. Ralston, 57-50 cals, per 
gram, or 3-210 cals, per gram-atom—the results are poor. C. P. Yap calculated 
64-4 cals, per gram for the heat of fusion of a-iron, and 66-4 cals, per gram for that 
of y-iron. The subject was discussed by E. Kordes. E. Rabinowitsch and 
E. Thilo gave for the heat of fusion, 0*12 volt; for the heat of vaporization, 4-09 volts; 
and for the heat of sublimation at the m p., 4-21 volts when 1 volt=23 Cals. 
N. M. H. Lightfoot discussed the effect of the latent heat on the solidification of 
steel ingots ; W. Herz discussed the relation between the heat of fusion and the 
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vibration frequency; and G. Moressee, the thermodynamics of the latent heat of 
fusion. If L denotes the m.p. at K.; and Ay the at. wt., then L—^Tyf^jA, 

J. Johnston gave 77,800 cals, per mol. for the heat of vaporization. H. C. Green¬ 
wood gave 88,900 to 94,300 cals, per gram-atom, and E. Mack and co-workers, 
71,400 cals, per gram-atom. 0. C. Ralston calculated 100,000 cals, per gram- 
atom, and obtained from Trouton’s rule, 77,000 cals, per gram-atom. H. A. Jones 
and co-workers gave for the latent heat of vaporization, 89,025 cals, at about 1000°. 
They gave LT~i=40-231-0*971 logior-4-577 logiom-0*00203T~240r-l. 

The transformation points of iron are discussed elsewhere. G. Sirovich ® found 
an arrest occurs at 370° where the supposed aj-Fe changes into a 2 -Fe— vide 
supray allotropes of iron. For the Ao-arrest where jS-Fe^^^a-Fe, W. C. Roberts- 
Austen gave 770° on the heating curve; H. Harkort, 764° to 769° on the cooling 
curve, and 691° to 763° on the heating curve ; A. Muller, 765° to 774° on the heating 
curve, and 766° and 759° on the cooling curve ; G. Cliarpy, 730° on the cooling 
curve, and 740° on the heating curve ; F. Osmond, 780° on the cooling curve, and 
800° on the heating curve ; H. C. H. Carpenter and B. F. E. Keeling, 790° on the 
cooling curve ; R. Salimen, 840° on the heating, and 800° on the cooling curves ; 
R. Ruer and E. Schiitz, 780° on the heating, and 773° on the cooling curves; E. Isaac 
and G. Tammann, 740° on the cooling curve ; W. Gontermann, 770° on the cooling 
curve ; R. Ruer and R. Klesper, 769° on the cooling and heating curves ; A. West- 
gren and G. Phragmen, 770° ; and G. K. Burgess and J. J. Crowe gave 768° on the 
heating and cooling curves. P. Weiss and P. N. Beck gave 753° ; P. Weiss and 
co-workers, 784°; F. Wiist and co-workers, 755°; P. OberhofPer and W. Grosse, 
785°; S. Umino, 820° to 825°; F. Wever, and R. Ruer and K. Bode, 763°. 
Observations were made by R. Averdieck, A. Mallock, and C. H. M. Jenkins and 
M. L. V. Gayler. 

W. C. Roberts-Austen placed the A^-point where y-Fe^j8-Fe at 895° on the 
cooling curve ; A. Muller gave 894° on the cooling curve, and 917° on the heating 
curv^e ; H. C. H. Carpenter and B. F. E. Keeling, 900° on the cooling curve; H. Har¬ 
kort, 888° to 875° on the cooling curve, and 910° to 917° on the heating curve ; 

G. Charpy, 840° on the cooling curve, and 865° on the heating curve ; F. Osmond, 
880° on the cooling curve, and 905° on the heating curve ; R. Sahmen, 888° on 
the cooling curve; E. Isaac and G. Tammann, 832° on the cooling curve ; 
W. Gontermann, 852° on the cooling curve ; F. Wever, 900° ; G. K. Burgess 
and J. J. Crowe, 909° on the heating curve, and 898° on the cooling curve ; and 
R. Ruer and R. Klesper, 898° on the cooling, and 906° on the heating curves. 
F. Wiist and co-workers gave 919° ; P. Oberhoffer and W. Grosse, 906° ; S. Umino, 
906°'; E. M. Terry, 903°; T. Ishiwara, 890°; and K. Honda and H. Takagi, 
889° to 898°. Observations were made by C. H. M. Jenkins and M. L. V. Gayler. 

H. Quinney found that the time-temp, curve of single crystals falls about 4° below 
that for polycrystals, but the Acs-arrest is the same in both cases. According 
to W. Rosenhain, of the work performed during the plastic deformation of a mild 
steel under tensile stresses, 10 per cent, is dissipated as heat, and the remainder 
is expended in doing internal work; this work is assumed to involve a change of 
phase from the crystalline to the plastic state. 

For the A 4 -arrest, where 8-Fe^y-Fe, R. Ruer and R. Klesper gave 1401°, 
F. Wever, and W. Gontermann, 1411°, on the heating and cooling curves. R. Ruer 
and K. Kaneko gave 1420°; D. Hanson and J. R. Freeman, 1400°; P. Weiss 
and G. Foex, 1395° ; T. Ishiwara, 1390°; and E. M. Terry, 1406'^. Observations 
were made by C. H. M. Jenkins and M. L. V. Gayler. 

R. Ruer and F. Goerens, G. K. Burgess and J. J. Crowe, E. Maurer, and H. le 
Chatelier discussed the effect of the speed of heating and cooling on the transition 
points, and the effect of other influences have been previously described. G. Tam¬ 
mann said that at 770°, a-iron passes into the ^-form, which at 890° is transformed 
with contraction into the y-form. These transformations are reversible, and the 
influence of press, on the transition temp, may be calculated by aid of the formula, 
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dT/dp==8TIRp, In the transformation of the a- into the j3-form, the value 
dTldp=0y that is, the temp, of the transformation, is independent of the press. 
At 770®, under a press, of 12,000 kgrms. per sq. cm., the transition curves of the 
a-into the jS-form and of the into y-form cut one another at a triple point, 
where a-, jS-, andy-iron are in equilibrium. Observations were made by H. Hort, 
and F. K. Bailey. 

Lord Kelvin (W. Thomson) pointed out that the theory of the mutual con¬ 
vertibility of heat and mechanical work in reversible operations when applied to 
these phenomena proves (i) that a piece of soft iron at a moderate or low red-heat, 
when drawn gently away from a magnet experiences a cooling effect, and when 
allowed to approach a magnet experiences a heating effect; that nickel and cobalt 
at high temp., within some definite range below that of melting copper, experience 
the same kind of effects when subjected to similar magnetic operations, (ii) That 
cobalt at ordinary atm. temp., and at all temp, upwards to its temp, of maximum 
inductive capacity, experiences a cooling effect when allowed to approach a magnet 
slowly, and a heating effect when drawn away. 

W. C. Roberts-Austen estimated 2-8fi cals, for the heat ol transformation of 
y-iron into ^-iron ; and 1-00 Cal. for ^-iron into a-iron ; P. N. Laschtschenko gave 
5 cals, per gram, or 0*28 Cal. per gram-atom, for the former, and 6*1 cals, per gram, 
or 0*38 Cal. per gram-atom, for the latter. W. Schneider gave 13*2 cals, per gram 
for the heat of transformation of y-iron into a-iron, and said that the value decreases 
linearly with increasing proportions of carbon up to 6*68 per cent., when it disappears. 
S. Evershed calculated for a change at 700® an absorption of 4*5 cals, per gram; 
at 770® to 810°, when a-iron changes to ^-iron with the loss of magnetism, an 
absorption of 1*4 cals, per gram; at 919®, when jS-iron changes toy-iron, an absorp¬ 
tion of 6*7 cals, per gram ; at 1405®, when y-iron changes to 8-iron, an absorption 
of 1*9 cals, per gram ; and at 1528°, when solid iron becomes liquid, an absorption 
of 49*3 cals, per gram. 

C. P. Yap calculated 2*0 cals, per gram for the heat of transformation of y-iron 
to 8-iron ; and Y. Chu-Phay, 2*2 cals, per gram, and for a-iron to y-iron, 5*5 cals, 
per gram. R. Durrer found 6*56 cals, per gram for the heat of transformation at 
the Ao-arrest. W. A. Roth and W. Bertram gave 0*324 Cal. per gram-atom for 
the heat of the transformation at 750®. Estimates of the heat of transformation 
at the A2-Hrrest were made by F. Osmond, 1*3 cals, per gram; A. S. Stansfield 
gave 1*0 cal.; J. Pionchon, 5*3 cals.; F. Wiist and co-workers, and S. Umino, 
3*65 cals. S. Uraino gave 3*1 to 5*60 cals, per gram for the heat of transformation 
at the As-point. F. Osmond gave 3*8 cals.; A. S. Stansfield, 2*86 cals.; F. Wiist 
and co-workers, 6*56 cals.; P. Oberhoffer and W. Grosse, 5*6 to 6*765 cals. 

R. Durrer, 6*67 cals.; and A. Meuthen, 3*0 cals. W. Bertram gave 0*324 Cal. 
per gram-atom at 750°. S. Umino gave 2*53 cals, per gram for the heat of the 
A4-transformation; F. Wiist and co-workers, 1*94 cals.; P. Oberhoffer and 
W. Grosse, 2*531, and R. Durrer, 1*94 cals. 

S. Umino gave for the heat of fusion of the eutectic, at 1135® with 4*25 per cent, 
of carbon, 46*63 to 47*0 cals, per gram of alloy. W. Schmidt gave 59 cals, per 
gram for 4*35 per cent, carbon. The other beats of transformation are not unique. 

S. Umino’s value for the Curie point, at Aq, is 9*72 cals, per gram of cementite at 
150° to 220°. The following may tentatively be taken as the best representative 
values for the heats of transformation, Q cals, per gram, of iron : 

A, A, A. H.p. B.p. 

Q ... . 3-65 6 0 2-6 65 0 1660 

The thermal changes during the transformations of the constituents of the 
iron-carbon alloifs. —N. Yamada, and S. Umino studied the rapid quenching of 
steels in order to obtain the maximum amount of martensite with as little unde¬ 
composed austenite as possible. The thermal capacity of the result represents the 
normal thermal capacity together with the energy involved in passing across the 
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Aj-line from austenite to martensite. The quenching prevents the formation ot 
pearlite, so that the result is definite and is represented by the austenite-niartensite 
curve, Fig. 248. The martensite-pearlite curve— vide supra^ martensite was 
obtained by quenching samples from the austenite field, tempering one at 500° 
whilst the other remained in the martensite condition, and heating them separately 
in a calorimeter at 350° to 400°. The difference represented the heat of transforma¬ 
tion of martensite to pearlite—excepting that hypereutectoid steels also contained 
austenite. The hypereutectoid samples on the martensite-pearlite line were quenched 
from temp, below the cementite solubility line, whilst the hypereutectoid samples 
quenched from within the austenite field form an upward continuation of the 
hypoeutectoid martensite-pearlite line. The difference is supposed to represent the 
heat of precipitation of cementite from austenite ; it is represented in Fig. 248 
by the austenite-cementite above the curve. The total thermal capacity curves 
in passing from A3 down to Aj, represent the heat involved in passing these points, 
which correspond with the curve in the diagram. By 

extrapolation to zero carbon, the As-heat is 12 cals, per gram. For hypereutectoid 

steels it corresponds with the austenite-mar¬ 
tensite transformation alone. S. Umino also 
arranged for the austenite to be tiansformed 
into pearlite instead of martensite, and so ob¬ 
tained the austenite-pearlite curve ~ vide supra^ 
martensite. Subtracting the martensite-pear¬ 
lite heats from the austenite-pearlite heats 
gives the heats indicated in the austenite- 
^narlensite curve — vide supra, martensite. 
Eutectoidal steel, having 0-9 per cent, of 
carbon, furnishes only one thermal anomaly as 
the austenite passes into 100 per cent, pearlite. 
At this temp, the heat involved represents 
the transformation of austenite to a-iron and 
cementite from the supersaturated solid soln. 
of a-iron plus the heat of the A3-transformation. 
By arranging for the y-iroii to have been trans¬ 
formed into a-iron, the heat of the austenite- 
martensite transformation is eliminated, and 
for hypoeutectoid steels, the heat involved is 
proportional to the carbon or cementite content, 
Fio. 248.— Heat Changea in the represents the heat of precipitation of 

Transformations of JSteels. cementite from its soln. in a-iron, or, con¬ 
versely, the heat of dissolution of cementite in 
a-iron—N. Yamada gave 75*3 cals, per gram of cementite, and S. Umino, 75-9 
cals. The austenite-pearlite curve also enables the heat of precipitation of 
cementite from y-iron to be calculated—A. Meuthen gave 118-5 cals, per gram 
of cementite, and S. Umino, 120 cals. N. Yamada obtained 83-6 cals, for the 
heat of precipitation of cementite in hypereutectoid steels above the A^-arrest. 
This datum is intermediate between the values for a- and y-iron, and it is 
taken to mean that, in quenching, from temp, intermediate between and the 
cementite solubility curve, some austenite survived, and only part was con¬ 
verted into martensite. The heat effects involved in the mild tempering of 
martensite to furnish atomically-displaced carbon—troostite—or, on further 
tempering, to furnish dispersed cementite—sorbite—and on further tempering, 
crystallized cementite—pearlite — are probably summated in the difference 
between the heats of the austenite-martensite and the austenite-pearlite trans¬ 
formations. According to M. Kawakami, the heat of precipitation of cementite 
from a-martensite is 3*7 cals, per gram, and it is about half as large as is that 
from ^-martensite. 
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M. Kawakami, assuming that there are two forms of martensite, a and 
vide supra—Sind that heating to 200'" decomposes only the a-form, leaving tlui 
ji-form which requires for decomposition a temp, of 370'\ measured the lieat involved, 
and obtained the results indicated in the martev^ite froostlfe curve, Fig. 24S. The 
heat involved in tempering eutectoid steel at 200" is 3-7 cals, per gram. If troostito 
is formed by the conversion of a super-saturated solid solii. of 3 ementite in a-iroii 
into atomically-dispersed carbon in a-iron, the heat effect is 410 cals, per gram of 
carbon, or 4920 cals, per gram-atom; but if troostito is cementite precipitated 
from a supersaturated solid soln. in a-iron, the heat effect is 27-4 cals, per gram of 
cementite, or 4920 cals, per mol. 0. C. Ralston summarized, in Table XXXVIll, 
the heat changes in eutectoidal steels with 0*9 per cent, of carbon. 

Table XXXVIll.—T he Thermal Values op the Transformation in Eutectoid 

Steels. 




Heat liberated (in calories) 

Motallograp]»ic change 

Supposed chemical change 

per gram 

l)er gram 1 

per mol. of 



of pearlite 

of cementite i 

cementite 

.4u8tonite-> martensite 

Solution a-Fe-> solution «-Fe 

5-0 

43*8 1 

7,870 

Martonsite-> troostito 

Solution a-Fe— >■ a-Fe I- carbon 

3*7 

27*4 1 

4,920 

Troostite-v pearlite I 

a- Fe -f- carbon-> a- Fe f FcaC 

G-2 

4C-0 , 

8,260 

Martensite-^ pearlite 

Solution a-Fe-> a-Fe 4 FcjC 

9*9 

730 ; 

13,170 

Au8tenite-> pearlite 

1 

Solution y-Fe-> a-Fe-j-FegC 

15*8 

' 117-2 

1 1 

21,040 


H. Esser and W. Grass gave for the austenite-^pearlite transformation, 21*22 
cals, per gram, and R. Averdieck, 22*54 cals. A. Meuthen’s value, 3*0 cals., for 
the pearlite transformation is rather low, S. Umino also calculated thermal values, 
in calories, for the Ai-, A 2 -, and A^-arrests, and obtained : 


Ai 

A, 

A3 


Eleotroljtk iron 

. 000 
. 3()3 

. 5-3/) 


Percentage of carbon in steel 

_ - A._ _ __ „ 


0*040 

0*185 

0*270 

0*350 

0*770 

0*67 

2*40 

4*70 

6*00 

13*60 

3*55 

3*50 

3*36 

3*23 

3*18 

5*00 

5*48 

3*66 

3*50 

0*80 


A. Meuthen obtained for iron alone, A 2 —5*60 cals, and A3=3*0 cals.; and the 
results are nearly equivalent to a reversal of S. Umino's results. S. Umino traced 
the A 2 transformation as far as 0*770 per cent, of 
carbon; and he traced the effects of the magnetic 
component of the sp. lit. as low as 130" below the 
A 2 -transformation, and a slight disturbance pro¬ 
bably occurs very much below this. The extra¬ 
polation of the As-arrest to 0*9 per cent, carbon, 

100 per cent, pearlite, gives zero for the thermal 
value of the A 3 -transformation, whilst the A^-trans- 
formation takes 15*95 cals. The thermal value of 
the A 2 -transformation is not added to that of the 
Ai-transformation, because the A 2 -change is not a Thermal Values 

discontinuity in the thermal capacity curve, Fig. formations ' ^ 

249, but only a change of direction, for the sp. ht. 

is the change in the thermal capacity, Q, with temp, d, namely, (IQjild. According 
to A. McCance, Q==3-2 cals, is the mean value of the A 3 -transformation. Where 
the A 2 - and As-arrests are merged into one, and Q„t denotes the energy of 
demagnetization, and A. McCance calculated .* 



752° 

742° 

732° 

716° 

700° 

Qm 

. 0*23 

0*93 

210 

3*74 

4*95 cals. 

Q' . 

. 3*4 

4*1 

6*3 

6*9 

8*1 „ 
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The A 2 -point for the steel with 0*77 per cent, carbon is higher than the As-point, 
because the i43iS-line, Fig. 249, crosses the A 2 “line at about 0-6 per cent, of carbon. 
These results may all be regarded as first approximations to the truth in a very 
difficult quest. The subject was studied by F. Stablein and H. Jager. 

According to N. Yamada, the heat of dissolution of carbon in iron, measured 
by the difference of the heat of dissolution of quenched and tempered carbon 
steels in molten alkali nitrate, is as follows : 

Carbon . . 0-38 0-52 0-65 0-70 1-30 ] -7 per cent. 

Heat dissolution. 4*3 6*2 8*0 8*2 14*4 19*5 cals. 


and for the two last hypereutectoid steels, quenched at 750°, the values were 
respectively 9*3 and 8*8 cals .—vide Fig. 250. This shows that the heat of dis¬ 
solution of carbon in iron increases linearly with the 
contents of carbon in the steel, and amounts to 1130 
cals, per gram of carbon, or 75*3 cals, per gram of 
cementite; and the mol. ht. of dissolution of carbon 
or cementite is then 13*6 Cals. W. Schneider gave 33*2 
cals, per gram for the heat of solid soln. of FcsC in 
a-iron. 

E. D. Eastman,and G. N. Lewis and co-workers 
calculated the entropy of iron atoms by two different 
methods to be 6-5 to 7*0 cals, per degree at 25°. The 
subject was discussed by W. Herz, K. K. Kelley, 
R. D. Kleeman, B. Bruzs, and W. M. Latimer. Some 
results calculated by W. H. Rodebush and J. C. Michalek, 
and 0. C, Ralston from the results of plotting the true at. ht. against the natural 
logarithms of the absolute temp., gave for the entropy, in cals, per gram : 



hO 

Per cent carbon 

Fig. 260. —Heats of Disso¬ 
lution of Carbon in Iron. 


Entropy 

0° 

6*36 

2.7° 

6*87 

100° 

8*24 

200° 

9*78 

400° 

12*45 

600° 

14*74 

720° 

16*00 

800° 

17*41 

900° 

18*47 

Entropy 

006" 

. 18*63 

006° 

18*80 

1000° 

19*39 

1200 

20*68 

1400° 

21*71 

1400° 

21*77 

1535" 

22*41 

1535° 

24*00 

1600° 

24*39 


0. C. Ralston calculated 66*74 units for tlie absolute entropy of cementite at 700°, 
and 31*94 units at 25°, he also gave for the relative entropy of cementite : 


0^ 100'’ 200" 22(C 300° 400° 000° 700' 720° 

Entropy . 0 5-79 12*92 16*90 18*94 23*40 31*01 34*8 35*68 


J. B. Austin gave for the entropy, 6'; heat ca])acity, Q Cals, for gram-atom; and 
free energy, h\ of a-iron: 



-273-1° 
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1535° 

S 
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19 27 
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F 

0 

-134 
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-25400 

and for 

y-iron ; 
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9411 
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. 960 

636 

-12 

-867 

- 6083 

-14911 

-25630 


A. Eucken and H. Werth calculated for the entropy at the transition point a~y 
at 1181° K., 19*35 cals, per gram-atom for a-iron, and 18*59 cals, per gram-atom for 
y-iron ; and W. M. Latimer and R. M. Buffington, values for the relative entropy 
of Fe“'-ions. R. Dallwitz-Wegener discussed the free energy of the element. 
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§ 20. Optical Properties of Iron and Iron-Carbon Alloys. 

Powdered iron obtained by reducing the heated oxide in hydrogen at a com¬ 
paratively low teiii])., is a powder which is dull grey or black in COlour» and it 
iicquires a silver-white lustre under the luirnisher; aceoriling to G. Magiiup,^ if 
reduced at a Iiigher temp., the powder is greyish-white. J. Ii. G. Sehroeder van 
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der Kolk found that the streak of iron on a biscuit tile is brownish, like that of 
graphite. M. Faraday said that thin Blms are dark brown by transparent light, 
and steel-grey by reflected light. B. Dessau obtained thin films which were grey 
in transmitted light; and G. T. Beilby, blue by reflected light. A. W. Wright 
observed that a thin film of iron in transmitted light appears of a neutral tint with 
a faint brownish tinge, and E. van Aubel, and L. Houllevigue added that thin films 
deposited on glass by cathode spluttering, or electrolysis, are transparent, and brown. 
For layers 31 to 72^/Lt thick, L. Houllevigue found the transparency to be an 
exponential function of the thickness. G. le Bon* observed that ordinary light 
contains waves, which he called la lumike noire, which will traverse thin sheet 
iron and produce photographic effects. G. Govi found that films of red-hot iron 
up to 0*4 mm. thickness are opaque. C. A. Skinner and A. Q. Tool said that films 
obtained by rapid cathode spluttering appear deep black by reflected light, and 
yellowish-brown by transmitted light; whereas those obtained more slowly have 
a metallic lustre, and are opaque. G B. Rizzo, and P. Secchi discussed the colour 
of thin films ; W. C. Sabine discussed the selective absorption of films of steel for 
ultra-violet light. W. L. Dudley found that the incandescent vapour is greenish- 
blue. E. M. Peligot observed that the iron obtained by reducing the chloride in 
hydrogen is filamentous, compact, malleable, and is almost as white as silver. 
J. J. Berzelius observed that wrought-iron filings melted under ferrous oxide, in 
a luted fireclay crucible, furnish a button with crystalline fracture, greyish-white 
in colour. Electrodeposited iron, by E. A. Jacquin’s or R. Bottger’s processes, 
has a bright lustre, and, according to E. Lenz, it has the colour of platinum after 
it has been heated in vacuo. E. F. Diirre discussed the colour and lustre of different 
varieties of iron, and also the fracture, and texture of the metal. W. Ramsay 
said that it seemed as if it were possible to see objects through a regular stream of 
the molten cast iron, and they appeared to be of a yellow colour, but the trans¬ 
parency of molten cast iron was denied by T. Turner. 

M. White and F. W. Taylor gave for the colours of iron at high temperatures : 
532°, dark blood-red, black-red, incipient red, and rouge naissant ; 566°, dark red, 
blood-red, low red, and rouge sombre ; 635°, dark cherry-red, incipient cherry-red, 
and cerise naissant ; 682°, medium cherry-red ; 746°, cherry-red, full red, and 
cerise ; 835°, light cherry, bright cherry, scaling heat, light red, and cerise clair ; 
899°, orange, salmon, free scaling heat, and orange foncee ; 941°, light orange, 
light salmon, and orange clair; 996°, yellow; 1079°, light yellow; and 1205°, 
white, and blanc. The results agree with those of H. M. Howe, but they differ 
from those C. S. M. Pouillet obtained in 1836. 

The crystalline characteristics have been previously described. T. Turner 
discussed the colour of the tarnish films of iron— vide irifra, temper colours—and 
W. Biltz, and J. Meisenheimer, the colour of iron compounds. 

H. E. J. G. du Bois and H. Rubens 2 found the index of refraction, /x, of 
precipitated iron to be for wave-length, A : 

A . . 4310 4860 5893 6440 6700 

/X . 205 2-43 2-72 306 3 12 

P. A. Ross gave 1*48 for A~45(X); 1-85 for A=5893; and 2*1 for A—6200, with 
electrolytic iron ; and C. Statescu, 2*182 for A—5880. Observations on the refrac¬ 
tive index were also made by A. Beer, A. L. Bernoulli, H. E. J. G. du Bois and 
H. Rubens, P. Drude, L. R. Ingersoll, H. Knoblauch, A. Kundt, W. Meier, 
R. S. Minor, A. Pfliiger, D. Shea, C. A. Skinner and A. Q. Tool, J. T. Tate, 
A. Q. Tool, and W. Voigt. The refractive index for the X-rays was measured by 
R. L. Doan, A. Gouy, J. A. Prins, and A. Winkelmann and R. Straubel. A. Kundt 
found that for red-light at 18°, 20°, 102°, and 106°, the refractive indices were 
respectively 0*66, 1*92, 2*54, and 3*69. W. Linnik and W. Laschkareff measured 
the refractive index of steel and iron for X-rays. C. V. Raman and K. S. Krish- 
nan discussed the colour, intensity, and polarization of light diffracted through 
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large angles by steel wedges and screens with polished edges. A. J. Ferreira da 
Silva found that with iron salts, the atomic retraction of bivalent iron is 11*6, 
and of tervalent iron, 20*1; for long waves, A. Heydweiller gave 5*07 and 7*97 
respectively for bi- and ter-valent iron; and A. Hauke gave for the retraction 
eQUivalents, calculated from the refractive indices of aq. soln. of iron salts by the 
^-formula, and for bivalent and tervalent iron respectively 11’6 and 20*6, and by 
the jit^-formula, 4*75 and 5*83 respectively. W. J. Pope gave 13*38 for the refrac¬ 
tion equivalent of bivalent iron, and 23*03 for tervalent iron ; and J. H. Gladstone, 
respectively 11*6 and 19*4, The anomalous dispersion of iron was studied by 
8. Albrecht, P. Drude, H. Giesler, A. 8. King, J. A. Prins, L. Puccianti, and W. Voigt. 
The double refraction of iron was discussed by H. Behrens, and 8. Procopiu. M. Cau 
observed that thin films of iron, formed by the condensation of iron vapour, exhibit 
a birefringence accompanied by dichroism, the principal directions of which are 
parallel and perpendicular, respectively, to that of the original wire. The effect 
ceases when the deposit is removed, and is due to the magnetic field of the heating 
current, in which the atoms of vapour tend to orient themselves in positions which 
are retained after deposition and are unaffected by a magnetic field placed parallel 
to the deposit. The component of the vibration parallel to the axis is less absorbed 
than the normal component by the birefringent dichroic layers of iron. In the 
middle of the spectrum, the dispersion is normal for the ellipticity, and abnormal 
for the rotation of the emergent vibration. C. 8tatescu gave for the extinction 
coefficient of electrolytic iron, A:=2*716 ; A. Kundt, jLt=l*52 for blue-light,/x=l*73 
for white-light, and ^=1*81 for red-light; whilst A. Pfliiger gave /x=3*66 for red- 
light. W. Meier found for electrolytic iron, the following values for the index of 
refraction, fx, the extinction coeff., k, and the percentage reflecting power, R: 


A . 

. 2573 

2749 

2981 

3255 

3611 

3982 

4413 

4678 

6080 

5893 

6680 

IX . 

1*01 

0*95 

0*92 

0*99 

1*04 

M7 

1*28 

1*34 

1*38 

1*61 

1*70 

k 

0*88 

0*80 

0-83 

0-91 

MO 

1*29 

1*37 

1-45 

1*50 

1*63 

1*84 

R . 

. 16*2 

14*4 

16*0 

17*4 

22*4 

26-7 

27-7 

29*2 

30-2 

32*6 

36*2 


P. Drude found for massive iron, A=5890, 320, /x=2*36, and /?~56*1 ; and 

W. W. Coblentz gave for the reflecting power of massive iron for A=5000, 6000, 
7000, and 8000, R—bb O, 57*5, 59*5, and 61*5 respectively. He also gave : 

A . . 0-5 1-0 2 0 3 0 5*0 7 0 8 0 9*0 ^l 

R . . 55*0 650 78*0 84*5 91*5 94*0 940 93*0 

I. C. Gardner, and F. von Fragstein measured the reflecting power in the ultra¬ 
violet. Observations on the optical constants of steel were made by A. L. Ber¬ 
noulli, G. Breithaupt, J. Clavier, P. Drude, F. A. Fahrenwald, P. Gian, E. Hagen 
and H. Rubens, 8. Ifaughton, H. Hauschild, R. Hennig, E. O. Hulbert, L. R. Inger- 
soll, J. Jamin, J. T. Littleton, M. Luckiesh, W. Meier, R. 8. Minor, G. Pfestorf, 
G. Quincke, J. T. Tate, A. Q. Tool, and V. 8. M. van der Willigen. The following 
is a selection from the results : 


A 

. 1880 

2266 

3255 

4000 

5000 

6200 

7000 

8700 

k 

, .— 

1*64 

2*09 

1*73 

3*15 

3*30 

3*47 

4*08 


. 

1*30 

1*37 

1*68 

2*09 

2*58 

2*73 

3*02 

R 

22 

34*8 

44*8 

63*9 

56*9 

56*8 

68*0 

63*2 

A 

1*0 

1*25 

1*50 

1*76 

2*00 

2*26 

8*80 

14*0/i 

k 

4*43 

6*08 

6*76 

6*32 

6*88 

7*41 

— 

— 

H' 

3*19 

3*45 

3*71 

3*88 

4*02 

4*14 

— 

— 

R 

. 65*5 

69*7 

73*1 

76*6 

77*7 

79*7 

93*0 

96*0 


M. Chikaschige and D. Uno measured the reflecting power of the iron-carbon 
alloys. For alloys with the pearlitic structure—normalized at 1000°, and annealed 
at 700°—the reflecting powers with different spectral lines are indicated in Fig. 251. 
The fact that the curves are nearly parallel shows that the colour is independent 
of the proportion of carbon. The dotted lines, which merge into the continuous 
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lines of Fig. 251, refer to martensite—normalized at 1000° and quenched in water 
from 800°. Fig. 252 shows the reflecting powers of a 0*9 per cent, carbon steel 
normalized at 1000°; quenched at 800° in water at 20°; and then annealed at the 
temp, indicated—350° for troostite ; 550° for sorbite ; and 700° for pearlite. The 
results show that the reflecting powers of the constituents decrease in the order : 



Fig. 251.—Reflecting Powers of Martensite (dotted) Fio. 252.—The Effect of An- 

and Pearlitic Iron-Carbon Alloys. nealing Temperature on the 

Reflecting Power of Steel. 

martensite, troostite, sorbite, ferrite, and pearlite. W. Arkadicfl studied the 
reflection of electromagnetic waves ; B. Gerold, the lustre of iron ; and E. Rupp, 
the optical properties of iron before and after exposure to hydrogen, nitrogen, and 
hydrogen sulphide ; and W. Bruch found that the optical properties indicated that 
cast iron is isotropic. 

W. Meier, and G. Jaffe calculated values for the optical constants based on the 
theory of electrons : S. Nakamura studied the relation between the optical con¬ 
stants and the permanent mechanical expansion of steel; J. T. Jnttleton, the 
relation between the optical constants and the carbon-content and lieat-treatinent 
of steel; L. R. Ingersoll and J. T. Littleton, the optical constants of steel in the 
ultra-red ; and G. Jung, W. H. J. Vernon, and H. Freundlich and co-workers, the 
relation between the optical constants and the tarnish colours. 

Observations on the reflecting power of the visible rays were made by 
A. L. Bernoulli, P. Drude, E. 0. Hulbert, L. R. Ingersoll, J. Jamin, S. Rosch, 
R. S. Minor, G. Quincke, J. T. Tate, and A. Q. Tool; on the reflecting power of 
the ultra-violet rays, by R. Hamer ; on the reflecting power for the heat rays, by 
H. Rubens and E. F. Nichols, and A. Trowbridge ; on the reflecting power for the 
ultra-red rays, by H. Rubens and co-workers, and L. R. Ingersoll and J. T. Littleton; 
the effect of temp, on the reflecting power, by W. R. Grove, E. Hagen and H. Rubens, 
and R. Sissingh ; on the reflecting power of iron under water, by J. Conroy, and 
P. Drude ; and on the reflecting power of the active and passive forms of iron - 
vide infra, passive iron—by F. Haber and F. Goldschmidt, P. Krassa, F. J. Micheli, 
and W. J. Muller and J. Konigsberger. A. Gouy, W. Wien, and C. V. Raman and 
K. S. Krishnan studied the reflectioji and diffraction colours of iron 

E. Hagen and H. Rubens measured the emissivity of steel for long waves, and 
they also measured the effect of temp, on the emissivity. According to H. F. Weber, 
heated iron begins to emit greyish light when the temp, has risen to 377° or 378° ; 
and for polished iron, R. Emden gave 405°. G. Malander said that even at ordinary 
temp., hardened steel emits weak ultra-violet rays. C. C. Bid well compared 
the apparent temp, with the true black body temp, of iron surfaces, and found that 
the relative emissivity of bright, clean iron, radiating freely into air, varied from as 
low as 28 per cent, of that of a black body at 700°, through 30 per cent, at 1300°, 
to 48 per cent, at 1700°. M. Moller and co-workers found that the relative emissivity 
is 43*5 per cent, for polished iron, and 80 per cent, for an oxidized surface at 700° 
to 1100°. G. K. Burgess and P. D. Foote also obtained a relative emissivity of 
80 to 85 per cent, for an oxidized surface of iron at 7(X)° to 1100 . Optica I "and 
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total radiation pyrometers thus require corrections according as bright or oxidized 
surfaces of iron are involved. Observations were made by E. R. Binkley, 

G. R. Greenslade, K. Lubowsky, and A. L. Helfgott. G. Naeser, and R. Hase 
measured the omissivity of liquid iron; H. T. Wensel and W. F. Roser found in 
measuring the temp, of molten cast iron that there is a change in the emissivity 
in the neighbourhood of 1375° from 0-7 to 0*4. and this is attributed to the formation 
of a film of oxide which renders a correction necessary in reading the temp, with an 
optical pyrometer. 

V. A. Suydam measured the total radiation energy of iron, and found, for 
T' K., the following values of the energy E, in watts per sq. cm. : 

Temp. °K. 696° 805° 915° 1083° 1180° 1233° 1303° 

E . . 0-2230 0-4362 0-7952 2-1810 3-3628 4*7000 7-880 

He represented the results by Wien's law, where the constant c ranged from 

2*99x10-17 to 3*99x10-17. The press, was 0*0002 mm. The wave-length of the 
maximum energy, E, emitted from smooth, solid iron 
is shifted in the direction of the shorter wave-length 
as the absolute temp, rises in accord with Wien’s 
law. Matt, slag-free iron, emits the grey radiation 
approaching the black body condition as the temp, 
rises. The heat spectrum of liquid iron closely re¬ 
sembles that of the smooth metal with respect to 
energy and spectral distribution. R. Base’s results 
are summarized in Fig. 253. G. R. Greenslade studied 
the hidiation energy between 782° and 1312°. The 
subject has been discussed by C. B. Thwing, M. Ka- 
hanowicz, I. Langmuir, G. Moressee, F. Wamsler, 

A. R. Meyer, K. Lubowsky, F. Paschen, C. P. Ran¬ 
dolph and M. J. Overholser, V. Polak, E. Schmidt, E. Furthmann, C. C. Bidwell, 
and M. Moller and co-workers. E. Hagen and H. Rubens measured the relation 
between the emissivity and the electrical conductivity ; M. Kahanowicz, the effect 
of a magnetic field, and of oxidation films on the emissivity; and H. P. Gurney, 
the relation between the emission and absorption of heat rays for different kinds 
of iron. 

K. Ended and H. Hanemann ^ studied the polarization of light reflected from 
iron. The magnetic rotation of the plane of polarized light by iron was dis¬ 
covered by J. Kerr, and it is called the Kerr effect. The phenomenon was studied 
by E. van Aubel, S. G. Barker, H. Behrens, H. E. J. G. du Bois, M. Cau, P. D. Foote, 
L. Houllevigue and co-workers, L. R. Ingersoll, A. Kundt, J. G. Leathern, W. Lobach, 
P. Martin, H. Ollivier, B. Pogany, and C. Snow. The gyromagnetic value of iron 
was studied by S. J. Barnett. The so-called Faraday effect, that is, the rotation 
and elliptical polarization of light by passage through thin films of iron in a 
magnetic field, was studied by J. Becquerel and W. J. de Haas, H. Behrens, M. Cau, 
J. Dorfman, C. J. Goiter, W. D. Harris, E. Hirsch, H. R. Hulme, L. R. Ingersoll, 

H. Poritsky, R. W. Roberts and co-workers, C. A. Skinner and A. Q. Tool, C. Snow, 
and W. Voigt. Luminescent iron vapour, or a precipitated film of iron on glass 
produced in a magnetic field, emits polarized rays, and the phenomenon is called 
the Thomson effect. It was studied by E. Thomson,'^ 0. J. Lodge, and R. Whyt- 
law-Gray and J. B. Speakman. 

Neither ferrous nor ferric salts sliow a flame spectrum wliich is sufficiently 
characteristic for recognition tests. There are lines which are feeble in the oxy- 
hydrogen flame, but which appear strengthened in the Bunsen flame. G. A. Hem- 
salech and C. de Watteville,^ and 0. de Watteville found that the flame spectrum 
extends far into the ultra-violet. J. N. Lockyer observed that in the oxy-coal gas 
flame there are present a line and fluted band spectrum. G. A. Hemsalech and 
de Watteville observed that in the oxy-acetylene flame, there are present lines 
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which appear in the oxy-hydrogen flame, and the strengthened lines of the Bunsen 
flame. W. N. Hartley observed a series of lines, and a band between 554 and 
SdSfifjL in the oxy-hydrogen flame, and J. N. Lock}’’er and H. E. Goodson, and 
J. Meunier observed that the lines in the oxy-hydrogen flame can be arranged in three 
classes according as they are stronger, weaker, or of the same intensity as the lines 
of the arc-spectrum. G. A. Hemsalech, and A. de Gramont found that in the 
mantle of the flame there are lines at 3860, 4119, 4957 A., and in the cone there are 
the lines 3936, 4119, and 4957 A., whilst there are triplets at 4046 and 4384 A. which 
are intense in the cone and feeble in the mantle. The subject was studied by 
A, Gouy, R. Eisenschitz and A. Reis, and A. Hagenbach and H. Konen. H. Auer¬ 
bach observed numerous lines in the Bunsen flame, and in the oxy-coal gas flame, 
but not in the coal gas hame with a blast of air; and M. Adam, in the hydrogen 
flame. J. M. Eder and E. Valenta observed a band at 4400 A. in the flame 
spectrum of ferric chloride. E. N. da C. Andrade studied the spectra of iron in the 
flame of chlorine, bromine, and iodine. The Same with chlorine is coloured yellow, 
due, it is supposed, to the presence of undissociated ferric chloride which is able to 
maintain its existence in the presence of an excess of chlorine. A. Mitscherlich 
examined the spectra produced by the vapours of ferric chloride and iodide in the 
hydrogen flame. E. L. Nichols and H. 8. Howes observed the spectrum of iron 
when a ferruginous bead of sodium pyrophosphate, or borax, is heated in hydrogen; 
and G. D. Liveing and J. Dewar, T. Hori, and S. Kalandyk and co-workers, when 
detonating gas is exploded in an iron tube. A. 8. King studied the spectrum of 
iron heated in the electric furnace and found that the result at 2400° agrees with 
the flame spectrum; but above 2400°, the spectrum resembles that of the low- 
voltage arc. H. 8chuler observed that the vapour electrically excited shows lines 
resembling that of the arc spectrum. Observations were also made by E. Carter 
and A. 8. King, and by G. A. Hemsalech. 

When soln. of the iron salts are sparked by the aid of a condenser, they give a 
complicated spark spectrum containing thousands of lines. A. Masson, D. Alter, 
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Fig. 204.—The Spark Spectrum of Iron. 

and G. Kirchhoff were among the first to study the spark spectrum of iron. E. For- 
manek regarded the following as the more important lines in the simple spark 
spectrum of iron : in the orange-yellow, 6462, 6400, 6350, 6095, and 5916 ; in the 
yellow, 5762, 5714, 5708, and 5614; in the green, 5601, 5594, 5586, 5571, 5455, 
5444, 5429, 5370 (c, Fig. 254), the triple lines 5326, 5266, and 5232 (a. Fig. 254), 
the pale green lines 5192, 5168, 5139, and 5004 (8, Fig. 254), and the stronger green 
lines 4959, and 4923 ()3, Fig. 254); the blue lines 4891, and 4874 (^, Fig. 254), 4531, 
4404, and 4382 (y. Fig. 254), 4325 and 4307 (tj Fig. 254), and, finally, 4271, and 4251. 
The sets a (5326, 5266, and 5232), j8 (4959, and 4923), ^ (4891, and 4874), andy (4404, 
and 4383) are said to be characteristic in the spectral detection of iron. A. de 
Gramont gave as characteristic of iron and ferruginous minerals the lines 4960 in the 
green ; 4415 in the blue ; and 4404, 4383, 4271, 4260, and 4071 in the indigo. 

Observations on t ho spark spectrum of iron were also made by W. A. Miller, H. D. Bab¬ 
cock, E. O. Hulbert, E. Carter and A. S. King, L. and E. Bloch, D. Alter, A. Masson, 
G. Kirchhoff, T. R. Robinson, W. E. Adeney, J. L. Schbnn, T. Takamino and S. Nitta, 
R. A. Millikan and co-workers, T. R. Robinson, W. Finkelnburg, W. Huggins, R. Thal 6 n, 
L. de Boisbaudran, A. Gouy, R. Capron, E. Carter, E. Carter and A. S. King, F. Muller, 
G. S. Monk, O. Stuhlman, J. B. van Milaan, G. Ciamician, J. Parry and A. E. Tucker, 
W. N. Hartley and co-workers, G. D. Liveing and J. Dewar, F. McClean, J. M. Eder, 
J. M. Eder and E. Valenta, F. Papenfus, J. H. Pollok, A. S. King, J. Wilsing, F. Exner 




IRON 


176 


and E. Haschek, H. Konen, A. Hagenbach and H. Konen, J. N. Lockyer, G. E. Halo 
and N. A. Kent, G. E. Hale, G. A. Hemsalech and C, de Watteville, H. W. Morse, 
O. Lohse, and H. Finger. 

W. B. Anderson discussed the effect of variations in the experimental conditions 
on the spark spectrum; H. R. von Traubenberg, the effect of the surrounding 
gaseous atmosphere : (i) oxidizing—oxygen, carbon dioxide, nitrous oxide, or sul¬ 
phur dioxide ; (ii) reducing—hydrogen, methane, acetylene, and carbon monoxide. 
The spectrum of wires exploded by the disruptive discharge was examined 
by J. A. Anderson, S. Smith, R. Dechene, A. C. Menzies, A. S. King, T. Hori, and 
H. Nagaoka and co-workers; and the spectrum of the disruptive discharge, by 
H. Nagaoka and co-workers. The spark discharge in a capillary tube filled with 
gas was found by J. Trowbridge to show no iron lines. J. H. Pollok found that the 
discharge in the vacuum tube with ferric chloride has an iron spectrum corre¬ 
sponding with the spark spectrum. P. E. Robinson, F. Griinbaum, L. Janicki, 
]j. Janicki and R. Seeliger, and K. L. Wolf studied the spectrum of the spark dis¬ 
charge in the vacuum tube. According to G. A. Hemsalech, the velocity with which 
luminous particles are emitted by the iron electrode is 27*2 metres per sec. ; the 
duration of the luminosity in the spark discharge is between 40x10“^ and 
282 X10“^ sec.—it increases with the capacity ; it is proportional to the intensity 
of the lines ; and it decreases in a magnetic field. The spark spectrum of the 
discharge in water was observed by E. von Angerer and G. Joos, L. and E. Bloch, 
L. de Boisbaudran, G. Ciamician, H. Finger, W. H. Fulweiler and J. Barnes, 

G. E. Hale, G. E. Hale and N. A. Kent, E. 0. Hulbert, H. Konen, H. Konen and 

H. Finger, J. N. Lockyer, W. F. Meggers and F. M. Walters, A. L. Narayan and 

K. R. Rao, J. Parry and A. E. Tucker, B. Setna, H. Stiicklen, N. K. Sur, and 
J. Wilsing. T. Tucholsky, and H. Nagaoka and co-workers observed the change 
in the wave-length and intensity of iron lines by the disruptive discharge. 
A portion of the arc spectrum by A. S. King is shown in Fig. 254. 

The arc spectrum was examined by K. Behner, E. G. Bilham, Lord Blythswood and 
W. A. Seoble, P. H. Broderson, H. Buisson and C. Fabry, K. Burns, K. Bums and 
F. M. Walters, K. Capron, W. Clarkson, A. Comu, H. Crew, H. Crew and B. J. Spence, 
W. G. Gulbeld, J. M. Eder and E. Valenta, E. J. Evans, F. Exner and E. Haschek, C. Fabry 
and co-workers, F. Goos, A. Hagenbach and H. Konen, A. Hagenbach and K. Langbein, 
S. Hamm, J. Hartmann, G. A, Hemsalech and C. de Watteville, H. Hertenst^in, A. Hilger, 
W. J. Humphreys, C. V. Jackson, L. Janicki, C. E. St. John and H. D. Babcock, H. Kayser 
and C. Runge, A. S. King, W. Kleinewefers, E. A. Kochen, J. Lang, G. D. Liveing and 
J. Dewar, J. N. Lockyer, Maring, W. F. Meggers and C. C. Kiess, P. W. Merrill, J. B. van 
Milaan, G. S. Monk, C. E. Moore and H. N. Russell, J. E. Petavel and R. S. Hutton, M. Pirani 
and R. Rompe, R. A. Porter, H. Pressentin, S. P. de Rubies, H. Schumacher, A. Socchi, 
A. Selierio, R. Thalcn, and H. Viefhaus. 

The so-called ytormal spectrum was discussed by W. E. Adeney, S. Albrecht, 
H. 1). Babcock, F. L. Brown, H. Buisson and C. Fabry, K. Burns and co-workers, 
J. M. Eder, J. M. Eder and E. Valenta, P. Eversheim, C. Fabry and A. Perot, 

L. Glaser, F. Goos, J. Hartmann, S. Hoeltzenbein, L. Janicki, C. E. St. John and 
co-workers, H. Kayser, H. Kayser and co-workers, C. C. Kiess, J. Lang, F. McClean, 
W. F. Meggers and co-workers, K. W. Meissner, G. S. Monk, F. Muller, H. Nagaoka, 

F. Papenfus, A. H. Pfund, H. Pickhan, H. A. Rowland, H. Schumacher, 
H. Viefhaus, P. Wallerath, and H. Werner. 

The intensity of the spectral lines was studied by P. H. Broderson, R. Frerichs, 
0. Laporte, J. B. van Milaan, and L. S. Ornstein ; the relative intensity of arc and 
spark lines, by G. Nakamura ; and the selective reflection of the lines in the arc 
spectrum, by R. W. Wood. H. Crew and B. J. Spence studied the effect of different 
l)hases of an alternating current arc on the spectrum; C. Fabry and H. Buisson, 
the effect of the potential difference between the electrodes; H. Crew, and 

G. D. Liveing and J. Dewar, the effect of an atmosphere of hydrogen ; R. A. Porter, 
the effect of an atmosphere of hydrogen, oxygen, or ammonia; M. la Rosa, and 
E. Donek, the effect of an atmosphere of oxygen; H. Nagaoka, the displacement 
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of the lines as a result of press., potential difference, and speeds of ions and electrons 
- the so-called pole effect; P. W. Merrill, the strengthening of the lines at the 
positive pole ; H. Konen, the arc spectnnn under water : M. Pierucci, the spraying 
of iron salts in the carbon arc light; E. G. Bilham, K. Burns, W. C. (Wy, W. R. Mott, 
H. Nagaoka and Y. Suglura, Sieinens-Schuckertwerke, the effect of electrodes 
containing various other metals, carbon, oxides, etc.; and A. Hagenbach and 
K. Langbein, and H. Buisson and C. Fabry, the temp, of the arc. The effect of 
pressure was discussed by W. S. Adams, H. D. Babcock, H. Buisson and C. Fabry, 
M. A. Catalan, W. G. Duffield, G. E. Hale and W. S. Adams, W. J. Humphreys, 
C. Keller, A. S. King, P. Maring, J. F. Mohler, A. Perot, J. E. Petavel and 
R. S. Hutton, and R. Roesi; and the magnetic field — Zeeman effect— by J. S. Ames 
and co-workers, H. 1). Babcock, A. E. Becker, H. Becquerel and H. Deslandres, 
H. B. van Bilderbcek van Meurs, A. Dufour, J. M. Graftdyk, G. E. Hale, W. Hart¬ 
mann, G. A. Hemsalech, N. A. Kent, A. S. King, 0. Liittig, A. A. Michelson, 
H. Nagaoka, H. Nagaoka and Y. Sugiura, T. Preston, H. M. Reese, Y. Takahashi, 
J. H. van Vleck and A. Frank, K. Yamada, and P. Zeeman. Using a magnetic 
field equivalent to 37,000 gauss., H. Nagaoka, and Y. Takahashi observed that of 
the nine strong violet lines seven were found to give separations proportional to 
the field, while two gave larger separations in stronger fields. Of the weaker lines 
some give larger separations than usual, which are not proportional to the field. 
The effect of an electric field —the Stark effect —on the spectrum of iron was examined 
by M. Adam, J. A. Anderson, H. Nagaoka and Y. Sugiura, and T. Takamine; the 
self-inductio 7 i, by G. A. Hemsalech, B. Eginitis, E. Neculcea, P. E. Robinson, and 
G. Berndt; reversed lines, by G. D. Liveing and J. Dewar; anomalous dispersion, 
by H. Ebert, L. Puccianti, and H. Geisler; enhanced lines, by J. N. Lockyer, 

J. N. Lockyer and F. E. Baxandall, F. E. Baxandall, W. G. Duffield, P. W. Merrill, 

G. E. Hale and W. S. Adams, C. Fabry and H. Buisson, and A. Fowler. Les rales 
uUimes, the ultimate or residual rays, and the sensitiveness of the spectrum of iron 
were studied by E. Bayle and L. Amy, F. Brasack, A. de Grampnt, W. N. Hartley 
and H. W. Moss, W. Kraemer, J. H. Pollok, J. H. Pollok and A. G. G. Leonard, 
and D. M. Smith. A. de Gramont said that the last lines to be visible are in the 
group 2767-6 to 2737*0, and also 3020*8 ; with ocular observations, 4404 and 4383 ; 
and with photographic observati'ons, 4045, 3820, 3737, 3570, 3565, 2755, 2749, 
2739, 2395, and 2382. The lines 2395*7, and 2382*2 are visible with a dilution of 
1:1,000,000 ; 2755*8, 2749*4, 2739*6, 2599*5, and 2598*5, with a dilution of 
1:100,000 ; and 3737*5, and 3735*0, with a dilution of 1: 10,000. W. N. Hartley 
and H. W. Moss gave 3886*4, 3860-0, 3824*5, 3749*6, 3745-7, 3735-0, 3733-4, 3722*6, 
and 3720*0 for the ultimate lines of iron in the oxy-hydrogen flame ; 2753*4, 2749-4, 
2747*1, 2746-6, 2743-2, 2739*6, 2825*8, 2628-4, 2599-5, and 2598*5 for the ultimate 
lines of the spark spectrum between iron electrodes. F. Twyman and co-workers, 

T. Negresco, W. Kraemer, A. Schleicher, and J. R. Green discussed the spectral 
analyses of metals in quantitative and qualitative analyses. 

The ultra-violet spectrum was examined by J. L. Schonn, G. D. Liveing and 
J. Dewar, F. Exner and E. Haschek, J. Thibaud, V. Schumann, R. J. Lang, 

T. Royds, T. Takamine and S. Nitta, S. Hamm, J. C. McLennan and co-workers, 

P. Maring, S. P. de Rubies, 0. Stuhlman, C. C. Kiess, R. A. Millikan and co-workers, 
and L. and E. Bloch; and the ultra-red spectrum, by H. Becquerel, J. Querbach, 

H. Lehmann, W. W. Coblentz, K. W. Meissner, W. F. Meggers and C. C. Kiess, 
W. .de W. Abney, E. A. Kochen, E. J. Evans, L. Geiger, H. M. Randall and 

E. F. Barker, and J. (\ McLennan and co-workers. The electrodic luminescence 
spectrum was studied by W. von Bolton; the luminescence spectrum produced 
by the action of cathode rays on the vapour of iron, by E. Carter and A. S. King ; 
and the spectrum of the luminescence of iron vapour in nitrogen, by P. Lewis. 
The existence of iron lines in the solar spectrum was discussed by J. von Fraunhofer, 

S. A. Mitchell, H. von Kliiber, A. Cornu, J. Wilsing, H. Ebert, J. N. Lockyer and 

F. E. Baxandall, J. N. Lockyer, A. S. King, C. Fabry and co-workers, R. Woolley, 
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S. Albrecht, H. A. Rowland, H. Deslandres, A. de Gramont, C. E. Moore and 
H. N. Russell, and H. W. Vogel; and in stellar spectra, by A. de Gramont, 

G. P. Merrill, P. W. Merrill, W. W. Morgan and co-workers, 0. Struve, 0. Struve 
and P. Swings, and G. P. Merrill and C. G. Burwell, S. Albrecht, J. N. Lockyer 
and F. E. Baxandall, R. Furnhjelm, and H. Ludendorff; and the spectra of 
meteorites, by W. Crookes—vide supra, the occurrence of iron. R. Cans studied 
the absorption spectrum of a colloidal solii. of iron; and J. N. Lockyer, and 
J. Parry, the possible dissociation of iron at high temp. 

The absorption spectrum of the vapour of iron was discussed by K. L. Wolf, 

H. Gieseler and W. Grotrian, A. S. King, J. V. McLennan and A. B. McLay, 



Ficj. 255.—The Spectra of Iron Vapour at Different Temperatures. 


W. F. Meggers, J. N. Lockyer and W. C. Roberts-Austen, G. D. Liveing and 
J. Dewar, J. A. Anderson, and IC. von Angerer and G. Joos. A. S. King's results 
with the vapour at different temp, are indicated in Fig. 255. 

According to J. Fonnanek, coloured solutions of iron salts do not furnish 
absorption spectra suitable for analytical purposes. The ferrous salts absorb 
more or less red rays, and the ^ P ^ p 

ferric salts, blue or violet rays ' p 1 

-vide infra, the special salts. , 

The absorption spectrum of _ | ■ 4- | ___ 

ferric thiocyanate in amvl ^ " 4 S 00 

alcohol IS shown in big. 256. ^ ^ 

c! 1 { { • u ’4.1 Fio. 250.—Tlio Absorption Spectrum of Solutions 

Soln. of ferric salts react with Thiocyanate. 

alkanna tincture, and with 

neutral aq. soln. the liquid first becomes bluish-grey, and afterwards dirty green. 
This liquid has a strip at 4955, and a band in the blue. The addition of a drop 
of ammonia to the liquor precipitates the iron compound, and the absorption 
spectrum disappears; but if a trace only of ammonia be added, the liquor becomes 
grass-green, and a strong absorption appears at 6645, and a feeble one at 6030. 
Alkanna tincture acts similarly on soln. of ferrous salts, but the colour is bluish- 
violet. If ammonia be added as before, the colour becomes reddish-brown, and 
shows bands in the green and Idiie, and two strips at 5895 and 5475. After the 
liquid has stood for some time it becomes dirty green, and‘turbid^, and the 
spectrum disappears. Observations were made by J. Plotnikoff and M. Karschulm, 
R. Samuel, and H. I. Schlesinger and H. B. van Valkenburgh. M. Luckiesh, and 
T. Dreisch studied the special transmission of glasses coloured with iron. 

Regularities in the spectra and series Spectra of iron were examined by 
A. Schuster, and W. N. Hartley. A. S. King arranged the lines in different classes 
according to their behaviour with respect to temp., one class was well developed 
at 1600°, another at 2000°, and another at 2300° ; and G. E. Hale and V . S. Adams 

VOL. XIII. 
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also found tliat the lines could be arranged in classes according to their behaviour 
with respect to press. The subject was also discussed by M. A. Catalan, E. Gehrcke, 
A. do Grainont, A. Ifagenbach and H. Schumacher, G. A. Hemsalech, J. N. Lockyer 
and co-workers, and J. Meunier. H. D. Babcock discussed the changes of energy 
involved in the passage from one class to another. Tlie niultiplcts—doublets, 
triplets, quartets, and sextets—were examined by E. von Angerer and Ct. Joos, 

N. Bohr and 1). Coster, W. M. Cady, M. A. C^atalan and co-workers, W. C'larkson, 
]). Coster, R. Frerichs, E. Gehrcke, R. (h Gibbs and H. E. White, H. Gieseler and 
W. (:lrotrian, S. (^oudsmit and co-workers, A. de Gramont, W. Grotrian, S. Hoelt- 
zenbein, F. Hund, C. E. St. John, M. Kahanowicz, P. K. Kichlu, C5. C. Kiess and 

O. Tja})orte, M. Kimura and G. Nakamura, O. Laporte, E. M. Lindsay, J. (^. McLennan 
and A. B. McLay, W. F Meggers, W. F. Meggers and 0. Laporte, J. B. van 
Milaan, H. Nagaoka and Y. Sugiura, A. L. Narayan and K. R. Rao, P. G. Nutting, 

L. S. Ornstein and H. G Burger, E. Paulson, A. Rubinowicz, R. Rudy, H. N. Russell, 

M. Sawada, N. K. Sur, F. M. Walters, H. E. White, and A. T. Williams. 

There are supposed to be rings or shells of electrons connected respectively with 
the emission and absorption of the K-, L-, M-, and N-series of the X-rays ; while 
with the heavier atoms like uranium and thorium, there may be six such shells- - 
denominated K, L, M, N, 0, and P groups, beginning with the innermost—the 
K-group has 1 member; the L-group, 3 ; the M-group, 5 ; the N-group, 7 ; the 
O-group, 5 ; and the P-group 3. According to N. BohPs theory,^ the electrons in 
any given shell move in orbits more or less elliptical, and spatially arranged so as 
not to bo co-planar. Owing to variations in the eccentricity, the orbits of the 
electrons in different shells are interpenetrating so that electrons in the exterior 
shells may approach closely to the nucleus at perihelion of the highly elliptical 
orbits. Consequently, the force acting on an electron in an elliptical orbit may 
undergo enormous variations in each revolution, so that the inverse square rule is 
approached only in the exterior parts of the orbits. In certain cases, the binding 
force on the electrons in exterior shells may be greater than that acting on the 
electrons in the interior shells. With the more simple pictures of the Bohr atom, 
the K-rays are due to electrons whose quantum number, n, decreases to 1, and such 
an electron drops into the K-ring, orbit, or shell ; when the quantum number of the 
electron has dropped to 2, it gives off Ij-rays, and the electron is said to have dropped 
into the L-ring, shell, or orbit. J, Palacios and M. Velasco studied the fine structure 
of the X-ray absorption spectrum. 

J. Laub assumed that hard X-rays furnish a J-series of X-ray Spectra, but 
M. Siegbahn could not confirm this. The K-series of X-ray spectra were found by 
H. G. J. Moseley, and E. Wagner to furnish a -1-910, and 1-765. A. Larsson 
gave ai-1-932066, a2-l-935987, a 3:4 1-92330; there are also /S'- 1-75646, and 
^'"=1-7371, as well as /3i~l-753013, /3o-=l-71076. Measurements were made by 
U. Andrewes and co-workers, M. Balderston, J. A. Bearden, H. Beutho, S. Bjdrek, 
D. M. Bose, W. Bothe and co-workers, M. de Broglie, C. T. (-hu, D. Coster and 
co-workers," A. Dauvillier, A. C. Davies aiid F. Horton, B. Davis and H. Purks, 
G. B. Deodhar, V. Dolejsek, V. Dolejsek and co-workers, M. J. Druyvesteyn, 
W. Duane and co-workers, S. Eriksson, J. D. Hanawalt, E. Hjalmar, S. Idei, 
A. Karlsson, 8, Kawata, G. Kettmann, B, Kievit and G. A. Lindsay, E. H. Kurth, 

K. Lang, A. Larsson, A. E. Lindh, G. A. Lindsay and H. R. Voorhees, H. Mark and 

L. Szilard, L. H. Martin, H. T. Meyer, F. L. Mohler and P. D. Foote, B. C. Muk- 
herjee and B. B. Ray, G. Ortner, '1\ H. Osgood, 8. Pastorello, R. L. Petry, 

M. Privault, B. B. Ray, (). W. Richardson and F. C. Chalklin, M. Sawada, 

N. Seljakoff and co-’workers, M. Siegbahn, M. Siegbahn and co-workers, M. Siegbahn 
and B. B. Ray, M. Siegbahn and W. Stenstrdm, M. Siegbahn and M. Zacek, 
N. Stensson, E. ('. Stoner, R. Thoraeus, J, Vnlasck, A. P. R. Wadlund, B. Walter, 

Wever, F. J. von Wisniewsky, Y. 11. Woo, and S. Yoshida. The limit of 
absorption of the K-series was placed by V. Dolejsek at 1-7395; by W. Duane 
and co-workers at 1'7396 ; and by E. Wagner at 1-7377. The absorption of the 
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K series was also studied by W. Duane, W. Duane and H. Fricke, J. L. OlasBon, 
and R, Thoraeus. A. E. Lindh found for the absorption limit witli elemental 
iron, 1-7405; for FesOg, 1-7373; for Fe{OH) 3 , 1-7371 ; for FeClg, 1*7372 ; for 
(NH 4 ) 2 Fe(S 04 ) 2 , 1-7371; for FeS, 1-7389; for FeS 04 , 1-7383; for Feo( 804 ) 3 , 
1-7371 ; and for Fe 804 , i-7371. The relation between the electronic structure 
and the K>series was discussed by 0. A. Lindsay and H. R. Voorhees, and 

B. B. Ray ; and the electronic energy, by R. Whiddington, and G. W. C. Kaye. 

The L-scries includes the lines a ~ 17-66, 17-58, j3--17-33, j8i~1722, / 34 , 3 = 15-61, 

€=- 20 - 12 , and 7^—19-63. The L-series was studied by 8 . Bjorek, N. Bohr and 

D. Coster, A. Dauvillier, M. J. Druyvesteyn, H. Hirata, C. E. Howe, F. L. Hunt, 
A. Karlsson, 0. Kellstrom, E. H. Kurth, B. C. Mukherjee and B. B. Ray, 

F. P. Mulder, 0. W. Richardson and F. 0. Ohalklin, G. K. Rollefson, M. 8 iegbahn 
and co-workers, A. 8 ommerfeld, E. G. Stoner, J. Thibaud and A. Soltan, 

C. H. Thomas, R. Thoraeus, B. WaltCT, and R. B. Witmer and J. M. Cook. 
The M-series was studied by C. Andrewes and co-workers, F. L. Mohler and 
P. D. Foote, B. V. Mukherjee and B. B. Ray, J. A. Prins and A. J. Takens, 
R. L. Petry, B. B. Ray and R. C. Mazumdar, 0. W. Richardson and ¥. C. Chalklin, 

G. K. Rollefson, 0. Stuhlmaii, and C. H. Thomas. The N-serics was studied by 

E. 11. Kurth. H. Stintzing, and 0. Eisenhut and E. Kaupp attempted the 
analysis of iron by X-ray spectra. 

The absorption coefficients, fi, for the K-series of X-rays was found by 
(\ G. Ikrkla and V. Collier to be 0-0202 for air; 0*204 for II 2 S ; 0-24 for SO 2 ; 0-112 
for ethyl chloride; and 0*381 for ethyl bromide; and E. A. Owen gave/x-0-0254 
for air; 0*0456 for COo; and 0*2673 for SO 2 . (b W. Hewlett gave for the relative 
mass absorption coeif. for wave-lengths A A.: 

A , . 0 130 0*210 0*324 0*471 0*660 0*861 1*006 

yilD . 0*437 116 3*76 11*22 31*05 60 60 91*70 

and C. G. Barkla and C. A. Sadler, and C. A. Sadler and A. J. Steven gave for the 
absorption of the K-series of radiations from 

Cu Ak Zn Ti Ah Se Cr Kr Co Ni 

. 26H 17*4 221 173 134 116*3 103-H 66 1 67 2 314 

J. A. Becker found that the absorption coeff. of iron for X-rays of short wave-length 
were very little affected by a magnetic field of 18,tKK) gauss. Observations were 
made by S. J. M. Allen, T. E. Auren, G. Barkla and co-workers, H. K. Voorhees 
and G. A. Lindsay, R. A. Houstoun, L. H. Martin and K. C. Lang, L. M. Alexander, 
.1. A. Prins, N. Ahmad, L. Ibistings, J. A. Bearden, VV. H. Bragg and co-workers, 

F. Dessauer and B. Winawer, W. Duane and H. Fricke, V, W. Hewlett, J. A. Becker, 
il. Hadickc, H. S. Read, J. Palacios and M. Velasco, A. H. Compton, M. Ishino 
and S. Kawata, G. W. C. Kaye, ,1. Laub, L. H. Martin, F. K. Richtmver and 
co-workers, M. Siegbahn, O. Stelling, and K. A. Wingardh. W. Kossel discussed 
the relation between the absorption coeff. of (hi, Zn, Fe, and Ni; J. Veldkamp, 
the effect of lattice structure on the X-radiograms ; J. A. Becker, the effect of 
magnetization on the absorption of X-rays; and B. Rossi, the absorption and 
diffusion of penetrating corpuscular radiation in iron. 

C. H. Thomas, U. Nakaya, F. C. Chalklin, H. Knlenkamjiff, G. Shearer, and 
(\ T. Chu studied the emission of soft X-rays ; 0. W. Richardson and F, S. Robert¬ 
son, L. P. Davies, and U. Nakaya, the effect of oxidation on the emission of soft 
X-rays ; R. Whiddington, the Velocity of the X-rays ; L. H. Martin, the efficiency 
of the emission of the K-series of Z-rays; and H. S. Read, the effect of temp, on 
the absorption of X-rays; W. Arkadieff, the magnetic absorption spectrum. 
The alisorption of polarized X-rays in a magnetic field was examined by J. A. Becker, 
•b (’. Chapman, A. H. Forman. P. il. Brodersen studied the intensity of X-rays ; 

H. AV. G. Wyckoff, E. N. Coade, S. J. M. Allen, A. A. Claasson, A. J. Bradley and 
R. A. H. Hope, R. W. James and (L AV\ Brindley, C. W. Hewlett, E. N. (Viade, ami 
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R, J, Havigliurst, and E. A. Owen, the .scattering of X-rays ; A. H. Arnistrung, 
the diffraction of X-rays; K. Glocker and K. Schafer, the dispersion of X-rays; 
r. Giinther and G. Wilcke, the analysis of mixtures of iron and cobalt by X-radio- 
grams ; E. Rupp, the diffraction of electrons; S. Pastorcllo, iron as a dellection 
lattice for X-ravs ; R. L. Doan, W. Ehrenberg and E. Jentzsch, J. E. Henderson 
and E. R. Laird, and R. W, G. Wyckoff, the reflections of X-rays; and H. Haas 
detected no polarization of the K-iays with a voltage of 7*4 to 12*6 kilovolts. 
(\ E. Eddy and T. K Laby, and 0. Eisenhut and E. Kaupp studied the analysis 
of iron by means of the Lenard rays; and G. R. Fonda and G. B. (ollins, by 
means of the X-ray spectrum. W. A. Wood observed that manganese deposited 
on aluminium will remove the^-rays by selective absorption from tiu* charactcu istic 
radiation of iron. The production of the K-series of X-rays by a-rays was 
studied ly W. Lot he and co-workers. The secondary X-rays of iron were studied 
by C. G. Barkla, D. Cooksey, W. Kaufmann, and C. A. Sadic'r. Tlie pro¬ 
duction of X-ray fluorescence was studied by M. Balderston, W. Bothe and 
co-workers, M. I. Harms, W. Kossel, L. H. Martin, and V. Bosejpal. C. (C Barkla 
and A. J. Pbilpot, and E. A. Owen, measured the ionization coeff. of the Ka-rnys 
in their passage through hydrogen, oxygen, carbon nnmoxido, carbon dioxide, 
hydrogen sulphide, sulphur dioxide, hydrogen selenide, and ethyl bromide and 
iodide. 31. von Lane and G. Biljeholm found that near tlie A^-ain'^t, the changes 
in tlie thermal electron emission are related with those occurring in the thermal 
energy ; and E. Rupp and E. Sclimid found maxima for 1' 20, 110, 17F), and 230 

in the voltage-intensity of the electronic reflexion curv(‘. Arkadietf studied the 
magnetic and electric spectra of electromagnetic wave^N. G. Fournier, and E. Rupp 
studied the absorption of electrons ; J. Thibaud and F. 1). la Tour, and P. Auger, 
the absorption of neutron rays ; W. Espe, S. R. Rao, H. llase, and H. E. Farns- 
wortJi, the distribution of energy and the emission of electrons from iron; 
H. E. Farnsworth, and G. A. (Wse and D. .lark, the emission of electrons from 
Tiiagnetized and uiimagnetized iron wheai no apjm'eiable differenee eould lie 
detected ; E. Rujiji, and E. Rujip and E. Schmid, the diffraction of electrons ; 
and W. Boas and E. Rupp, the diffraction of electrons by purilied and jia^sivo iron. 
AV. Ehrenberg and F. Jcntzsch, the reflection of elec^ons ; (\ 11. Kunsinan, 
31. N. Davis, H. B. AVahlin, F. Simon, A. Goetz, L. R. L. Barnes, G. Siljeholm, 

F. 31. Ihmning, and 31. von Laue, the emission o! positive ions from heated iron ; 

A. K. Brewer, the effect of ammonia; and, according to A. (Joetz, there is no 
displacement, but there is a change in the direction of the curve of electronic 
emission at different temp, on passing through the transition points of iron ; 

F. E. 3Iyers and R. T. Cox tried to detect the polarization of electrons passing through 
magnetized iron-foil, and G. A. Parse and I). Jark observed no difference in the 
emission of electrons from magnetized and unmagnetized iron excited by the 
X-rays. A. Nodon observed the permeability of iron to the penetrating ultra-radia¬ 
tions of the sun. R. Robl observed no luminescence in ultra-violet light. B. Rossi 
measured tlie absorption of corpuscular radiations. H. R. von Tranlienberg 
found the range of the a-particles in iron to be IS’TxlCF^ cm. (L P. Thomson 
discussed the diffraction of the cathode rays. R. Holoubek studied the tracks of 
the H-particles from iron bombarded by a-rays ; A. Wegerieh studied the effect 
of bombarding iron with a-particles— vide infra, the atomic disintegration of iron. 

H. Robinson and AA^ F. Rawlinson investigated the emission of ^-rays from iron ; 

K, AV. F. Kohlrausch, E. Stahel and H. Ketelaar, H. Herszfinkiel, L. H. Gray and 

G. T. P. Tarrant, and A. H. Compton, the absorption of the y-rasrs of radium; 
jiud E. J. AVorkman, and H. Herszfinkiel, secondary ionization by hard y-rays. 
According to R. F. Mehl and C. S. Barrett, the penetration limit of the y-rays 
through steel is about twice as great as that of the X-rays. H. Schindler studied 
the etfects of ultra-penetrating radiation. N. Piltschikoff observed that iron 
emits the so-called Moser rays which are capable of passing through thin layers of 
paper, celluloid, gelatin, or aluminium; and which can decompose silver bromide. 
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J, Lifschitz studied the Becquerel effect. W. G. Guy, and I. I. Borgman observed 
no evidence of the radioactivity of iron* N. R. Campbell calculated from the 
ionization of air by iron that the radioactivity, if present, is but 1'7 Xl 0 “i 2 times 
as strong as is that of radium. Y. H. Woo studied the Compton effect. 

The critical potentials found by U. Andrewes and co-workers were 73 and 166 
volts; H. N. Russell gave 7*83 and 16*5 volts respectively for the series and 
ionization potentials of iron. A. V. Douglas gave 6*6 volts for the ionizat ion potential 
of iron deduced from astronomical data; and G. B. Kistiakowsky, 11 to 13 volts. 
0. Laporte gave 5*9 volts for the ionization potential, and 3*20 volts for the first 
excitation potential. R. Hamer and S. Singh found critical potentials with 3*7, 
7*15, 11*2, 16*3, 19-4, 24*5, 29-0, 33*9, 38*8, 42*1, 45*7, 48*4, 51*4, 54-8, 61*6, 72 7, 
89*6, 103*1, 111*6, and 125*8 volts. G. K. Rollefson found that in the range 40 to 
175 volts, the critical radiation potentials of the M-series are 3*46, 6*03, 7*05, 8*21, 
9*63, 10*40, 10*88, 11*33, and 11*83 volts; and the values for the L-series in the 
range 60 to 70 volts are-45*5, 47*0, and 51*5 volts. In the range from 600 to 700 
volts, O. W. Richardson and F. (\ Chalklin found critical voltages at 608*1, 640*0, 
and 689*7 volts; V>. H. Thomas, 639 and 704*3 volts; and G. K. Rollefson, 618, 
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Fig. 257.— Energy Stages in the Spectra of Iron. 


637, and 6)97 volts. R. L. Refry observed critical potentials for the secondary 
electron emission of iron at f)*7, 9*0, 13*5, 26, 34, 39, 42*8, 48*3, 54*6, 66*7, 80*5, 
92*7, 740, 810, and 1010 volts. There is a long range of voltages below 200 volts 
observed liy O. W. Richardson and F. C. Chalklin, G. K. Rollefson, A. V. Douglas, 
M. de Broglie, S. (7 Roy, J). R. Hartree, (*. H. Thomas, S. (\ Biswas, R. N. Ghosh, 

F. n. Kurth, U. Andrewes and co-workers, and V, T. Chu ; the critical voltages 
follow the series V- 180 2420/f*^, where n~ 4, 5, 6, 7, 8, 9, 10, 11, 12. Observations 
on the series and critical potentials were also made by S. C. Biswas, A. V. Davies 
and co-workers, E. H. Hall, U. Andrewes and co-workers, F. Hund, 0. Laporte, 
R. L. Retry, B. B. Ray and R. C. Mazumdar, 0. Stuhlman, i\ H. Thomas, and 

M. Walters. W. Grotrian represented graphically tlie energy stages, volts, 
for atoms of iron for different groups of spectral lines by Fig. 257. W. Herz gave 
8 * 25 x 10 - 12 ^ and J. E. R. Wagstaff, 0 * 67 x 10-12 for the vibration frequency of 
iron —vide 1. 13, 19. J. B. Austin gave between 7*0 x 10-12 and 9*7 x IO- 12 . 

The photoelectric effect with iron was studied by G. B. Bandopadhyaya, 
A, K. Brewer, A. B. Cardwell, L. P. Davies, G. N. Glasoe, G. L. Locher, R. Hamer, 

G. B. Kistiakowsky, T. H. Osgood, T. Pavolini, G. Reboul, 0. W. Richardson and 
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F. S. Robertson, and J. J. Weigle. According to G. B. Welch, the photoelectric 
effect is in the threshold of 3155 A.; R. Hamer gave 3425 A. A. K. Brewer, and 
U. Nakaya discussed the influence of adsorbed gas on the photoelectric effect. 
A. B. Cardwell observed the effect of removing the occluded gas on the photo¬ 
electric effect, and found that a thoroughly outgassed specimen showed no fatigue 
for 12 hrs. after treatment. When this state was reached, the strength 
photoelectric current depended on the rate of cooling of the iron filament. The 
photoelectric sensitiveness thus increases if the specimen be annealed in vacuo^ 
There was a decrease in the photoelectric sensitivity if a filament heated above 910 
was suddenly cooled, this being due to the retention of part of the y-iron. The 
variation of the photoelectric current with temp, of the lament was investigated 
for iron which had been outgassed by heat-treatment for 150 hrs. The variation 
is complex. Between about 475° and 768° there is a decrease in photoelectricj 
current due to a pure temp, effect. At 768° (where there is a transition of a- to 
j8-iron) the sensitivity remains constant or increases slightly. Near 910° (transition 
of p- to y-iron) there is an abrupt decrease in the sensitivity. The thermionic 
current was also measured and plotted against heating current. There is an abrupt 
change in the curve at 910°. The long wave-length limit for thoroughly outgassed 
iron lies between 2580 and 2652 A. The work function, obtained by substituting 
these values in Einstein’s photoelectric equation, is 4*72 i0*07 volts. S. Chan¬ 
drasekhar studied the photoelectric absorption by iron. The subject was studied 
by W. Frese ; the effect of magnetization, by G. Polvani; and the effect of polishing 
with iron the metals copper, silver, gold, and platinum, by R. F. Ilanstock; 
the effect of gases, by R. Diimpelmann; and the effect of magnetization, by 
J. H. J. Poole. F. Ehrenhaft found that iron particles show positive and negative 
photophoresis in that they move both with and against the direction of an incident 
beam of light. 
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§ 21. Electrical Properties o! Iron and Iron-Carbon Alloys. 

P. E. Shaw and C. S. Jex,i A. Coehn and A. Lotz, A. Lafay, J. B. Seth and 
CO-workers, H. F. Richards, and P. A. Mainstone studied the triboelectricity or 
friction electricity produced wdien iron is rubbed against glass, etc. R. F. Han- 
stock studied the effect of cold-work on the triboelectric effect. 

Many observations on the electrical conductivity of iron and steel have been 
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reported. Thus, A. Matthiesseu and C. Vogt gave for the electrical conductivity, 
Ky of electrolytic iron ignited in hydrogen, 5 and 

ignited in air, ir=16*81O-O-5O9d+O*OO1270^ when the value for Kq for silver is 
100; they also found for pianoforte wire, if—-13*293 ()*425d+0 00092^*^; and 
for commercial iron, ^=18-774-0-42f^-hO-00009{)^2. c. W. Siemens gave for 
iron, 8'3401 at 0° when the conductivity of mercury is unity ; R. Benoit, 7‘861; 
A. Berget, 7-88; L. Lorenz, 9-685 at 0°, and 6-189 at 100°; W. Kohirausch, 8-405 
at room temp, for electrolytic iron, 0*8913 at a red-heat, 0*8196 at a yello\^heat, 
and 0*7949 when the iron is non-magnetic. Observations were also made b} 
A. Arndtsen, C. Barns, E. Becquerel, T. Berglund and A. Johansson, L. Cailletet 
and E. Bouty, J. A. Capp, 0. Chwolaon, A. Emo, J. A. Fleming, P. Joiirnel, 
C. A. Bering, W. H. Jt.imson, G. C. Knott, A. Macfarlane, A. Matthiesseu and 
C. Vogt, A. R. Meyer, J. R. A. Mousson, J. Muller, A. Oberbeck and J. Bergmann, 
J. H. Partridge, M. Pirani, W. H. Preece, P. T. Riess, C. M. Smith and co-workers, 
H. Tomlinson, C. Villiers, A. von Waltenhofen, H. Wedding, etc. J. Dewar and 
J. A. Fleming, and E. Dickson gave for the electrical conductivity in mhos of 
purified, and aimealed iron : 

-“ 205 ' 3 ® - 78 " 0 " 98 - 5 '’ 196 - 1 “ 

MhosXl0“‘ . 163*40 18*80 11*30 6*62 4*65 

W. Meissner and B. Voigt also made observations between —271*8° and 0°; 
and found for the ratio, r, of the lesistance, R, at the given temp, to the resistance, 
Hq, at 0°, for a sample, I, of electrolytic iron, and a sample, II, of iron with 0*001 
per cent. Mu, 0*004 per cent, of copper, 0*0049 per cent, of nickel, etc., and tempered, 
when the resistance of I was 7?o—0*0067 ohm at 0°, and that of Ji, /i*o~0*160, 
and the calculated values of the ratios for the pure metals, fred • 
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L. Guillet found the electrical resistance of annealed electrolytic iron to be 
10*22 microhms per cm. cube at 20°, and since the only measurable impurities 
were 0*025 per cent, of phosphorus, and 0*011 per cent, of arsenic, A. L. Norbury 
estimated that by allowing for an. increased resistivity of 0*32 microhm from these 
sources, the corrected value is 9*90 microhms per era. cube at 20°. F. C. Thompson 
and co-workers gave 7*3 microhms for the sp. resistance of pure iron. T. D. Yensen 
gave 9*96 microhms per cm. cube for the resistance at 20° of annealed, doubly 
refined electrolytic iron, melted in vacuo. The only impurities were carbon, 0*006 
per cent., and silicon, 0*01 per cent. Allowing for these, A. L. Norbury estimated 
the resistance to be 9*81 microhms, and F. Ribbeck, 9*62 microhms, per cm. cube 
at 20°. E. Gumlich and P. Goerens gave 9*94 microhms for the electrical resist¬ 
ance of purified iron at 20°. F. Stablein gave 10 microhms for the sp. resistance 
of pure iron ; 14*7 microhms for that of the eutectoid with 0*9 per cent, of carbon, 
and 70 microhms for cementite. G. Niccolai, and L. Holborn obtained 10 microhms 
per cm. cube for the resistance of iron near 0° ; H. Masuraoto, 10*44 microhms; 
and G. K. Burgess and I. N. Kellberg, 9*713 microhms per cm. cube. These 
investigators also obtained for the resistance of iron in ohmsXlO”^ per cm. cube : 
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Mettburements were made by P. Saldau ; E. Griiueisen and E. Goens, and W. Kohn. 
J. ('. McLennan and co-workers gave 8*85 for the sp. resistance of iron at 0°, and 
()-]01 for the value at 252 4°, whilst W. Meissner gave ; 

0 20'^ - 185 57“ -194 14'’ -252 60* 268 79" -271-66* 

/? 1 01U>9 0-09194 0-02282 0-02160 0 02166 

or, by evtrapolation, 0*02155 at —273"". W. Tuijn and H. K. Onnes found that 
iron did not show superconductivity at low temp. ; and V. A. Suydam gave for 
the resistance, /?, at T'' K., taking the value at 0° or 273° as unity : 

273“ 41 r 588*’ 694“ 851“ 983“ 1177“ 1290“ 1363“ 

R . 1 000 1*777 2-945 3*871 6*491 7*322 9*361 9*937 10*632 

The observations of K. Honda and Y. Ogura, summarized by the light curve, 
Fig. 258, show a marked change in direction at 798°, or the A 2 -arrest. G. K. Bur¬ 
gess and I. N. Kellberg observed no such change, but rather obtained a continuous 
curve in which tlie greatest change in the resistance, per degree rise of temp., 
occurred in the vicinity of the A 2 -arrest. W. Broniewsky also observed per¬ 
ceptible singularities in the resistance curve at about 750°, 850°, and 950°, but 
W. Heraeus showed tliiit the method of 
measurement was unsatisfactory, and the 
results improbable. The resistance of non¬ 
magnetic a- or ^-iron is a continuous func¬ 
tion of that of the ferromagnetic variety 
without exhibiting any sharp change. 

(i. K. Burgess and I. N. Kellberg took ob¬ 
servations at intervals of 2° or 3°, and 
found that the curves on a rising and on 
a falling temp, did not quite coincide, 
especially near the A 3 -point. The observa¬ 
tions of L. Holborn at low temp, fall on 
the curve, and indicate that the resistance 
approaches zero at about - 253°. The re¬ 
sistance data of A. R. Me}er fall on or near 
the curve of G. K. Burgess and 1. N. Kell¬ 
berg. W. Lonrad found that the electrical 
conductivity of molten steel is two hundred times worse than that of the same steel 
at ordinary temp W. Jaeger and H. Diesselhorst obtained for iron with 0*1 per 
cent, carbon, 8*36 xKH mhos at 18°, and 5*95x10^ mhos at 100°; and for iron 
with 0*1 per cent, carbon, 0*2, Si, and 0*1, Mn, 7*17 X10^ mhos at 18°, and 5*31 X lO'* 
mhos at 100°. V. Strouhal and C. Barus gave at 0°, 8*30x104 mhos for iron; 
1*02x104 mhos for hard cast iron : 1*34x104 mhos for soft cast iron ; forgeable 
cast iron in its original state—4*10 X104 mhos, hard, and 3*06x104 mhos, soft— 
4*35 X104 mhos for piano wire ; 8*47 X104 mlms for glass-hard steel; 3*46 X104 
mhos for that steel tempered at a yellow-heat; and 4*88 X104 mhos when tempered 
at a blue-heat. H. Pecheux gave for very soft steel, with a little silicon, 8*50 X 104 
mhos, and with more silicon, 7*40x104 mhos, while for semi-hard steel he gave 
8*39x104 mhos, and for hard steel with a little silicon, 6*48x104 mhos ; G. Kirch- 
hoff and G. llanseniann, 7*11 X 104 mhos for puddled steel, and 4*31 X 104 mhos for 
Bessemer steel. W. Jaeger and H. Diesselhorst gave for steel with 1 per cent, of 
carbon, 5*02x104 mhos at 18°, and 3*91x104 iiios at 100°; J. Hopkinson, for 
magnetic steel with 25 per cent, of nickel, 1*92x104 mhos at 20°, and when non¬ 
magnetic, 1*39x104 mhos ; and H. le Chatelier, for steel at 15° with 13 per cent, 
of manganese, 0*78x104 mhos when magnetic, and 0*01x104 mhos when non- 
oiagnetic. M Matliieu studied the resistance of iron to an alternating current of 
50 cycles. 

The use of iron in place of copper conductors for electrical cables was discussed 



Fio. 258.— The Electrical Resistance 
of Iron. 
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by W. T. Ryan, L. P. Perry, M. D. Leslie, H. B. Dwight, C. H. Risdale, W. Peukert, 

H. Pinsl, T. A. Worcester, W. Esch, and A. E. Kcnnelly. According to 
L. W. W. Morrow, the resistance rapidly increases with the current owing to the 
skin effect. The comparative resistances, 7?, in ohms per mile of single wire were : 


Current 

( Copper . 

Iron (steel) 


r> 15 an»| 

M72 M72 M72 

(8-12 1^00 i;i*40 

\9-35 9-96 I MO 


The temp. coefF., a, of the resistance, was found by L. Cailletet and E. Bouty 
to correspond with 7?=7?o(l+0-00490(9) between -100“ and 0". J. Dewar and 
J. A. Fleming gave fo. the resistance of soft, annealed iron, i?—i2o(I O’OO5310) 
between -100° and 0°, and i?=7?o(l+0-0062561) between 0" and 100", whilst for 
iron with 0-25 per cent, of manganese, and 0-01 per cent, of silicon, 
7?^7i>o(l-000544d) between 0° and 100°. W. Jaeger and H. Diesselhorst gave 
R= 0 - 04 ]0512(1-0-005440) for annealed iron with 0-25 per cent, manganese, and 
0-01 per cent of sulphur, between —197° and 0", and for the hot-drawn metal, 
Jf?—0-()5906f)( 1—0-00625^). In the latter case : 

-89 2“ -810“ -1971“ -217“ 222 2“ 

R . 0-0J168 0-0j5318 0-051220 OOe725 O-OgOGO 

For iron with 0*1 per cent, of carbon, 0-004610), and for iron with TO 

per cent, of carbon, -0-0051310). (4. Niccolai gave 7? /i'o(l -0-0055700) 

for the temp, coeff, between 0"^ and 1(X)° ; P. W. Bridgman, B /i^oO 0-0062060) 
for iron with 0 03 per cent, of impurity, and at temp, lietween 0'' and lOO*^; 
L. Holborn, and A. R. Meyer gave /?-/?o(l—0-006570) ; (r. K. Burgess and 

I. N. Kellberg, Jf2=i?o{l—0-006350) ; and E. P. Harrison gave for tlie resistance 

of iron up to 500^, /?=O-3318-hO-OO123O0-{ 0-05220902. A. Arndtsen gave 
72 -0-0041300 + 0-0411788902) between 5^ and 156+ H. F. Lenz, 

77 — 7?o(l ~ - 0*0017200 + 0-05846702) between O'’ and 200 ’; 11. Tomlinson, 
R 77o(l -- 0-0051310 + O-O 58 I 5202 ) for iron between TS ’ and lOO'’ ; 

J. Hopkinson, 77 -77o{ 1— 0-00480) at ordinary temp., R -7?q{ 1 —O-()()180) at Hbb'’, 
and 77—7?o( 1—0-00670) above 855°; and R. Benoit, /i?—/7u(l—0-0045160 
'1-O-O5145702) between 100° and 860°. A. A. Somerville gave for the purified 
metal, R— 77o(l- 'a0) : 

25^ 100“ 200“ 100" 000“ 750' «00“ JOOO'' 

aXlO^ . . 52 68 90 J33 170 250 120 05 


H. Pecheux found for very soft steel with a little silicon, R—7?o(l—0-00650 
0-054302), steel with a little more silicon, 77-==7?o( 1—0-00870+0-057402), fot semi- 
hard steel, 77—7?o(l—O-(X)490+O-O58902), and for hard steel witli silicon, 
7?=7?o(l—O-(X)4()0+ 0-055402). V. Strouhal and C. Bams found for steel between 
10° and 35°, 7? “77o(i—O-(X)1610) when glass-hard, 77=7?o( 1—0-002440) when 
tempered at a pale yellow-heat, 77—7 ?q( 1—0-003300) when tempered at a blue-heat, 
77=770(1—0-004230) for soft steel, and 77^77o(l — O-(X)420) for jiiano wire ; R. Benoit 
gave 77=0-1149(1—0-0049780+0-0574302) for soft steel between 100^ and 860°, 
and for soft iron, 7? =0*1272(1+O-(X)4520 f 0-055802). J. A. Fleming ga'^e 
77= 77o(l“'0-001320) for 24 per cent, nickel steel at 20°, and 7? 7?o(l—0-0040) at 
600°, whilst for manganese steel, he gave 77=77o(l —0-00120). 

T. Kase studied the change of electrical resistance of cast iron in the vicinity 
of the eutectic temp., and the results for white pig-iron with 3-52 per cent, of carbon, 
cooled from 1380°, are summarized in Fig. 259; analogous results were obtained 
with grey pig-iron. He found that the electrical resistance of the molten cast iron 
gradually decreases from 1380° down to the liquidus temp., 1210°, AB, and the 
slope of the curve then changes down to the eutectic temp., 1130°, BC, when the 
eutectic begins to separate; the electrical resistance decreases abruptly at this 
temp., CD 2 , and then decreases slowly, DE, Fig. 259. The ordinates at D and C 
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are respectively 2*23 ami 2*76, showing that at the eutectic temp., the resistance 
(iecreases by 19 per cent, of that of the melt. There is no evidence of a two-step 
transformation, one for cementito and one for graphite. H. Shimank estimated the 
resistance of unannealed iron to be 2*014 ohms at O'" K., and for the ratio : i?o 
at 273*09^, 198*3'", and 20*1' K., the respective 
values MKKX), 0*0148, 0-1088, and 0-0330. Sum 
larly, for annealed iron, Rq 3*342 ohin.s, and 
the ratio R^ • Rq at 273-09'", 197*8'", 80-0'’, and 
20*4^" K. becomes respectively 1*(XKXJ, 0-0130, 

0*1033, and 0*0280. J. T. MacGregor - Morns 
and R. P. Hunt, A. R. Meyer, and J. W. Donald¬ 
son studied the conductivity of iron. 

G. K. Burgess and I. N. Kell berg measured 
the variations in the electrical resistance of elec¬ 
trolytic iron with variations of temp., i.e. the 
temp, coeff. of the resistance, a^ (Pjoo“ 
between O'" and 950", and found that the value 
of a increases at a gradually iiureasing rate until 
the neighbourhood of the first (Titical region (Jo) 

IS reached—Fig. 260. This region is characterized by a p )mt of inflexion on the 
curve at 757'\ As tlie temp, is further increased, there is an abrupt fall in the 
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Fro.s. 260 and 261.--The Change in the Temperature Coefficient of the Electrical 
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value of a at about 894 \ and the reverse change occurs at approximately the 
same temp, when the temp, is allowed to fall. Tliis second critical region (J 3 ) 
extends over an interval of 25 . Whilst the change Jo is reversible and does 
not appear to be associated with any alteration in crystalline structure, the 
change J 3 seems to be progressive and (thermoelectrieally) non-reversible, and 
furthermore it is associated witli a change in crystalline form. A. R. Meyer's 
results are represented by the dotted line, .IBC, Fig. 260, where the transition 
temp, is 710J K. Tamaru gave 32*7x10 ohm for the sp. electrical resistance 
of austenite in a 0-5 per cent, carbon an.slenitie .steel ; and K. Honda gave 20*8 X 10~ ® 
for the resistance of /^-martensite. W. Gerlach's values for the relation between 
the temp. coefF. of the resistance, JRidT, are given in Fig. 261, and, for comparison, 
tlie dotted line represents the sp, ht. 

W. Kohlrauseh, and J. Hopkinson also observed that there is an alirupt change 
m the electrical resistauce of iron at the critical temp. A. Goffey and F. C. Thomp¬ 
son, and F. C. Thompson and F. Whitehead observed discontinuities in the resistance 
of mild steel at approximately 60°, 120°, 170°, 260°, 320°, 360°, and occasionally 
at 90°, 200°, and 230°. These values vary according to the rate of iieating. With 
high-carbon steels, there are well defined points at 50°, 90°, 120 °, 160° (often a 
double point), 200° to 190°, 220°, 250°, 300°, and 350°. Electrolytic iron gave 
peaks at 70°, 120°, 170°, 230°, 290°, 310°, and 350° (usually a double peak). There 
are also indications of breaks at 200° and 300°—vide supra. V. Fournel observed 
singularities in the temperature-resistance curves for steels witli : 
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Carbon 

A. . 

A, . 

A3 

In addition to tlio observations of G. K. Burgess and 1. N. Kellberg on the 
breaks in the electrical resistance of iron as the temp, passes througli the 
points, discontinuities were also observed by W. Broniewsky, E. Hall, B. V, Hill, 
and 0. Boudouard. A. von Hippel and 0. Stierstadt studied the conductivity in 
the vicinity of the y~j3 transition temp. K. Bornemann and^ K. Wagemann 
measured the conductivity of molten iron; F. Skaupy and 0. Kantorowicz, and 
O. Jaaniaa and Y. E. (H. I^einberg, the resistance of finely-powdered iron; H. Kamura, 
of hydrogen-reduced iron ; F. Sauerwald and S. Kubik, and F. bkaupy and 
0. Kantorowicz, the resistance of powdered iron under pressure; and H. B. Pea¬ 
cock, and J. Kramer and H. Zahn, the resistance of thin films. 

According to C. Benedicks, if an electric current passes through a homogeneous 
metallic conductor, with originally a uniform temp, throughout, it generally exerts 
a transport of heat in its own direction, or else in the reverse direction, according to 
the nature of the material. If the transport of heat is positive as in the case of 
copper, and some kinds of carbon steel, the temp, decreases, in the direction of the 
current, but if the transport is negative, the temp, increases in the direction of the 
current. 

L. Campredon observed that the conductivity of steel diminishes with increas¬ 
ing proportions of impurities, manganese being specially deleterious. H. le Chatelier 
concluded from his observations on tlie effect of additions of carbon that in annealed 
carbon steels, the progressive addition of ceinentite caused a linear increase in the 
resistance of iron corresponding with 7-0 microhms per cm. cube per 1 per cent, 
of cementite, and, by extrapolation, he concluded that the sp. resistance of 
cementite is 45*0 microhms, and that of ferrite, 9-5 microhms. E. Gumlich plotted 
the results of his own observations, and also those of J. Hopkinson, and H. le 
Chatelier, and concluded that the values for the electrical resistances lie on a straight 
line for proportions of carbon increasing up to 1 per cent, at the rate of 6 microhms 
per cm. cube. Above 1 per cent, of carbon, the slope of the curve is less steep. 
F. Stablein said that the sp. resistance of the carbon steels is a linear function of the 
proportion of carbon, with a break at 0*9 per cent. E. Cumliclfs later results for 
the resistance /t!, and the temp, coeff. a, for steels cooled slowly from 930°, and for the 
resistance R\ and the temp, coeff. a', for steels quenched from 850°, give l urves 
which have a break at about 0-9 or 1 -0 per cent, of carbon. E. Gumlich gave for the 
resistance of purified iron, E--0'0994, and for alloys with p per cent, of carbon, 

0*105+0-03p-f0*02p2 for alloys slowly cooled from 930^ and 0-103-j 0-016p 
~] 0-23Gp2 for alloys quenched from 850°. The break in the curve for the hardened 
alloy is dependent on the quenching temp. With higher quenching temp., when the 
whole of the carbon as well as hypereutectoidal cementite is in solid soln., the 
resistance curve is said to be a straight line. V. Saldau found an average increase 
of 9*0 microhms per cm. cube for 1 per cent, of carbon ; and he observed a small 
jieak at the eutcctoidal composition. His steels were heated up to and cooled down 
from 1000°, so that they do not represent normal annealed steels. K. Honda and 
T. Simidu’s observations indicate an increase of about 4 or 5 microhms per 1 per 
cent, of carbon. The slope of E. D. Campbell's curves correspond with an increase 
of about 4-5 microhms per cm. cube for 1 per cent, of carbon. The variable results 
here i^idicated for annealed steels are possibly connected with different conditions of 
annealing. A. L. Norbury represented E. 1). Campbell’s values for carbon steels, 
water-quenched from 900° and 1100°, and showed that the resistances do not lie on 
a straight line, but rather on a curved line. This is also in agreement with 
P. Saldau 8, and E. Gumlich’s results for water-quenched steels. A. Michels, 
and E. L. l)upuy found that cold-work—c./jr. drawing into wire—decreases the 
resistance, and L. Guillet and M. Ballay found that the percentage increase in the 
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resistance uf iron due to cold work ib 0-50. (L Taiuiiiciun and M. Strauuianis studied 
the effect of cold-work on the resistance. E. D. Campbell found that at IKH)', 
1 per cent, of carbon increases the resistance of iron by about 34 microhms. 

B. 1). Enluiid found the sp. electrical re^^i^tance, /?, microhms, of annealed and 
(quenched hivvU : 


(’arbon 

1-56 

1-22 

0 8S 

S3 

0-58 

0-35 

0-21 jier cent. 

Annealed . 

. 25-2 

20-3 

RM 

i:-8 

16-7 

17 0 

17-8 

Quenched 

. 560 

45 0 

370 

34 3 

26 4 

210 

170 


and the effect of annealing temp, is summarized in Fig. 262. This shows that in 
all cases there are two breaks, one between 110^ and 120^, and another between 
250° and 260°. The breaks correspond 
with the precipitation of cementite ac¬ 
companied by an increased conductivity. 

The first break is assumed to be due to 
the transformation of martensite into 
austenite, and the second to the split¬ 
ting of austenite into a-iron and cemen¬ 
tite. The second bend witli mild steels 
IS quite distinct, showing that these 
steels are not free from y-iron. The 
subject w<is studied by L. Crenet, 

A. Schulze, and (J. Dillner and A. F. En- 
strbm; the effect of repeated heating 
and cooling on the resistance of iron, 
by H. Tomlinson; the resistance of 
plates, by (1. Haufe ; and the resistance 
of thin films, by J. Vj. Steinberg, and 
J. Kramer and H. Zahn. \V. Geiss and 
J. A. M. van Liernpt found that the 
variations m the electrical conductivity 
])roduced by cold-work cannot be ade¬ 
quately explained by changes m the 
atomic distances, but they assume that a kind of anistropy is induced at the surface 
of the crystallites. 

E. I). Campbell obtained the results indicated in Table XXXIX, for steels 
quenched from 892° and tempered at different temp. The calculated values for 



Fig. 262.—The Effect of the Annealing 
Tern]>eratlire on the Resistance of Stei'ls. 


Table XXXIX.— The Effect oi- Heat-trf:atment on the Specific Resistance 

OF Carbon Steels. 
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the annealed steels are made on the assumption that in the second and third cases, 
it is assumed that 0*07 per cent, of carbon remains in solid soln., and in all those 
containing more than 0*45 per cent, of carbon, 0*27 per cent, remains in solid soln.: 
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Carbon 

004 

0-35 

0 41 

0 57 

0-76 

0 945 

/ 05 

2*0 . 

0-076 

0-461 

0-521 

0 67S 

0-901 

1 063 

1 17 

n /Obs. . 
^ (calc. . 

IMO 

17-63 

18-46 

21-41 

30 95 

36-82 

40-07 

963 

19-96 

21-66 

25-78 

31-75 

36-09 

39-06 

/.//jobs. . 
^ {Calc. . 

10-66 

14-38 

14-45 

14-78 

17-26 

17-23 

17-50 

9-63 

12 45 

12-45 

17-72 

18-61 

18-00 

18-16 


The results are taken to mean that it is not the atomic conctmtration of the carbon 
which determines the effect of the solute on the sp. resistance. Ecpiimolar 
concentrations of carbides in soln. exert an equal influence on the sp. resistance. 
A comparison of the values for the sp. resistances, 7?, of steels quenched from 907 
and tempered at 105°, and the sp. resistance, R', of steels annealed at ^SHO’: 


Carbon 


R 

R 


j25“ 



0-04 

0 35 

0 41 

0-57 

0-76 

0-945 

1-05 per rent 

10-90 

16-83 

17-89 

19-87 

25-75 

27-31 

29-19 

15-11 

21-12 

22-25 

24-23 

30-35 

31-98 

33-83 

10-66 

14-38 

14-45 

14-78 

17-26 

17-23 

17-56 

14-65 

18-12 

18-48 

18-82 

21-51 

21-51 

21-82 


shows that the increase in the sp. resistance between 20^ and 95' ranges in all cases 
between 0-057 and 0*067 pei degree, and the deviation from tlie value witli almost 
pure iron is very small. This is taken to mean that the increase in the sp. resistance 
with the rise of temp, is almost wholly due to the increase in the sp. resistance of 
the solvent, whde that com])onent of the total sp. lesistance due to tlie solute in 
solid soln. is only slightly affected by the rise of temp. 

The influen(‘e of the heat-treatment on steels was examined ])y C'. Benedicks, 
0. Boudouard, 11. le Chatelier, L. Campredon, H. A. Dickie, K. Honda, J. Hopkin- 
son, W, H. Johnson, W. Koster and H. Tiemann, A. Martens and co-workers, 
E. Maurer, F. Osmond, W. Rohn, R. Schneider, T. Swinden, and 0. Tammann 
and co-workers. V. Strouhal and (\ Barus gave for the resistance, R microhms, 
and the temp, coeff., a, of steels : 
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0-00280 

0-00330 
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0-00423 


I. litaka studied the electric conductivity changes which accompany the cementite 
transformation. P], D. Campbell found the data of Table XXXIX for the sp. 
resistance, in microhms per cm. cube at 20 ’, of steels quenched from 892°, and 
tempered or annealed at the indicated temp. The result shows a close relation¬ 
ship between the concentration of the carbides in solid soln. and the sp. resistance. 
The divergence at 800° is attributed to the segregation of th(‘ carbides into 
relatively large masses, and although the precipitation would be nearly complete, 
the separated cementite consists of carbides saturated with iron in solid soln., and 
this causes an increase in the sp. resistance. H. le C^hatelier, (\ Benedicks, 
111. Maurer, PI. D. Campbell, and A. McCance also showed that the electrical resi.st- 
ance of hypoeutectoidal steels increases with the temp, of quenching. 

O. von Auwers and G. J. 8izoo measured the effect of (jraithslze on the sp. elec¬ 
trical resistance of iron, but obtained no appreciable difference. J. R. A. Mousson, 
and 0. diwolson found that the sp. resistance of drawn wire is smaller in the hard 
tempered state than that of the same wire in the soft state. V. ({oerens observed 
that tlie change in the electrical conductivity of various steels induced by cold¬ 
working is too small to lx* detected ; and that the effect of the temp, of annealing 
is to produce a fall in the sp. conductivity from 12*25 to 11-90 corresponding with a 
2*8 per cent, reduction in the conductivity in the neighbourhood of 520°. 
E. Maurer's observations on the percentage change in the resistance of austenite 
with variations in the annealing or tempering temp ; and the observations of 

J. H. Andrew and co-workers, and others are summarized in Table XXXIX. 
The effect of annealing was studied by 1. P. Parkhurst; and the effect of the 
duration of the period of heating before quenching, by A. M. Portevin. H. Kleine 
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found that the electrical resistance of iron annealed in vacuo increases linearly if 
it be allowed to stand in air over a period of 5 days. The effect is due to the 
absorption of gases. Similarly, if the gassed metal is re-heated in vacuo, the 
resistance falls. 

K. Honda and T. Sirnidu obtained for the sp. resistance, R, in 10ohms per 
cm. cube at 30®, of iron with the following proportions of carbon, silicon and 
manganese, as forged, and as annealed at 9(K)®, and quenched at 900° : 


Carbon . 

. 014 

0-lS 

0-44 

0*64 

0*80 

0*94 

1-30 

1-50 per cent. 

IMn-jSi] 

1-01 

0-54 

1*35 

0'39 

0-50 

0-61 

0-57 

0-47 at. per cent. 

t Forged 

1*01 

1*75 

2*32 

1-78 

1*91 

1-99 

209 

2-18 

/^l Annealed 

1-91 

1-75 

214 

1-77 

1-92 

1*99 

218 

218 

(Quenched 

1-93 

1*77 

2-41 

1-82 

202 

2-30 

2-23 

2-50 


J. If. Andrew and co-workers measured the sp. resistance of a number of steels 
(juenclied and tempered at different temp., and the results with carbon steels 
show tliat the sp. resistance of hypereutectoid steels is increased by raising the 
quenching teinj)., and that with hypoeutectoid steels, the sp. resistance is decreased 
by raising the quenching temp. E. D. Campbell, and 1\ Saldau reported that in 
hypoeutectoid steels, the raising of the quenching temp, increased the sj). resistance ; 
H. le (hatelier, C. Benedicks, and A. McCance, that this treatment made no change 
in the sp. resistance ; whilst J. H. Andrew and co-workers observed tliis treatment 
depressed the sp. resistance. The annealed 
carbon steels show a break at the eutectoid 
concentration, and beyond this percentage of 
carbon, the resistance increases less rapidly with 
the })roj)ortion of carbon. The amount of car- 
Ixm dissolved in a-iron increases with the carbon- 
content u}) to 0*9 per cent, when further additions 
])roduce only free cementite. The sp. resistance 
of carbon steels, tem}>ered for t) lirs. at 240’, 
shows that some carbon steel remained in soln. 
in the tempered steels, although temj)ering was 
])ractically completed for that particular temj). 

To compare these results with those obtained 
by others, J. H. Andrew and co-workers recommended using the correction of 
(t. K. Burgess and co-workers, E. (bimlich, and H. le diatelier for silicon, where 
1 per cent, silicon raises the resistance 13*5 microhms ; that of E. d’Amico, where 
1 ])er cent, of phosphorus raises the resistance 11*0 microhms; and that of 
^y. F. Barrett and co-workers, (i. Lang, and T. Matsushita, where 1 ])er cent, of 
inangane.so raises the resistance 5-5 microhms. (\ Benedicks’ corrections aj)ply 
for carbon steels, })ut not for alloy steels. The r(‘sistance curves of the annealed 
steels are similar; there is first a rapid increase and then a slow fall, or almost 
a constant value. In the curve for LO per cent, carbon some austenite was 
retained after tlie quenching, and the other curves are typical of the tempering of 
martensitic steels. W. Eraenkel and E. Heymann measured the electrical resist¬ 
ance, R, of a steel containing 0*80 per cent, carbon, and 0-50 per cent, manganese, 
and quenched from 8(X)°, at different stages of the annealing process. C. Barus, 
and L. C. Brant observed that glass-hard steej gradually softens at ordinary temp, 
when kept for prolonged periods. Thus, the curve, Kig. 263, represents the sp. 
resistance of two glass-hard, steel wires over a period of 30 years. 

K. Takahasi observed minima in the changes in the electrical resistance of 
electrolytic iron, arrnco Aron, and 0-1 and 0-3 per cent, carbon steels at 
different temperatures. The minimum for electrolytic iron is at 750°; for anneo 
iron, at 680®; for 0*1 and 0-3 per cent, carbon steels, respectively, at 650° and 620°. 
The change of electrical resistance of a metal produced by cold-working has been 
attributed to the orientation of tlie minute crystals of which the metal consists. 
That is, by drawing, the ininuto crystals of the metal arrange themselves in a certain 



Fig. 203. — Tlio Effect of Tiiiio on 
the Electrical Resistance of Hard 
Htcel. 
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direction parallel to each other and also to that of the cold-drawing. The electrical 
resistance of the crystals is assumed to be greater in this direction than in all others, 
and hence the resistance of the metal increases in the direction of the cold-working. 
If, however, the metal is recrystallized by annealing, the orientation of the crystals 
has no longer a definite direction and the electrical resistance decreases. Against this 
view, K. Takahasi said that the anisotropic nature of the electric resistance of 
crystals belonging to the cubic system is not in agreement with observation. 
Besides, the change of resistance of a cold-worked metal by annealing has no 
intimate relation with the recrystallization of the metal. According to G. Tam- 
mann and co-workers, the change is not due to the internal stresses produced by cold¬ 
working because, in a metal severely cold-drawn, there is tension in the outer portion 
of it, and compression in fhe inner, and the equilibrium is maintained elastically. 
In this case, the change of resistance due to elastic tension and compression is equal 
in magnitude and opposite in sign, and these two effects cancel each other. It is 
not reasonable therefore to attribute the cause of the change of resistance to the 
internal stress. K. Takahasi bases his explanation on the fact that a severely 
cold-worked metal generally consists of a large number of minute groups of crystals, 
in each of which one portion undergoes a tension and the other portion a compression, 
these two balancing each other, so that the lattice expands in one portion and 
contracts in the other. Now, according to the ordinary law of atomic force, the 
expansion of the lattice is somewhat greater than the contraction for the same 
strength of tension and compression. Hence, the lattice expands as a whole, 
cold-working thus causing a diminution of density. Again, each atom of a metal 
consists of a nucleus and bound electrons revolving around it; the mutual distance 
of these atoms is very small, but comparable with the diameter of the orbit of outer 
electrons; hence, some of these electrons may stray off from the atom, to which 
they were originally bound, through the attraction of the nuclei of other atoms, and 
play the role of free electrons, thus conducting electricity through the metal. When 
the distance of these atoms is increased by cold-working, some of the free electrons 
may be caught again by an atom and the number of free electrons be diminished, 
an increase of electrical resistance being thus caused by cold-drawing. As the 
decrease of density caused by cold-drawing does not increase beyond a certain limit, 
the increase of resistance also cannot exceed a certain limit. Again, the electrical 
resistance is affected by the fibrous structure; as mentioned above, a metal which 
has undergone a severe cold-working has a fibrous structure ; the crystals are 
broken up into small pieces which are elongated in the direction of the drawing. 
Hence, in this direction, the number of crystal boundaries is much less than that in 
the perpendicular direction, so that the specific resistance will be less in the direction 
of the drawing than in all other directions. As the degree of cold-drawing increases, 
the crystals become more and more elongated in the direction of the drawing, and 
thus the specific resistance in this direction always diminishes. Besides, insoluble 
impurities wliich have been segregated in a thin layer in the crystal boundaries and 
have ])revented the flow of electricity, are broken up by cold-drawing and thus 
dimmish the electrical resistance on the crystal boundaries. These two effects of the 
fibrous structure of metals are thus the cause of diminishing the electrical resistance 
in the severely cold-drawn metals. Hence, the cold-drawing produces, on one 
hand, an increase of resistance by internal strain, and, on the other hand, a decrease 
of it owing to the fibrous structure ; as the result of these two opposite effects, the 
electrical resistance first increases and reaches a maximum, as the degree of cold¬ 
working increases, and afterwards begins to decrease. For C. Nusbaum and 
W. L. Cheney's observations on the effect of cooling an eutectoid carbon steel at 
different rates, vide Table XLI, magnetism. 

H. Kleine observed that the resistance of iron decreased when the metal was 
tested under reduced press., and the phenomenon was traced to the effect of absorbed 
gases. T. Skutta studied the effect of high gas press. W. F. Barrett found that 
the conductivity of iron is diminished by alloying it with another metal, even though 
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that metal be a much better conductor than iron. This reduction of conductivity 
is not related to the resistivity of the added metal; on the contrary, an alloy of 
very high sp. resistance can be produced by adding to iron an element of much 
lower sp. resistance than the iron itself; for instance, aluminium is more than three 
times a better conductor than iron, yet the addition of 5 per cent, of aluminium to 
iron makes the conductivity of the alloy five times worse than that of iron. The 
greatest reduction in conductivity in a given alloy is produced by the first increments 
of the added elements. A relationship appears to exist between the sp. ht. of the 
added element and the resistance of the alloy formed with the iron. Thus, the sp. 
resistance of an alloy of 5*5 per cent, of aluminium with iron is 70 microhms ; the 
same amount of silicon with iron gives an alloy with a resistance of 65 microhms ; 
of manganese with iron, 38 microhms ; of nickel, 27 microhms ; and of tungsten, 
18 microhms. Now, the sp. ht. of these elements are: aluminium 0*212, silicon 
0*183, manganese 0*122, nickel 1*109, and tungsten 0*035. Consequently, those 
elements having high sp. ht., and therefore small at. masses, produce the greatest 
increase in the electrical resistance of the corresponding alloy with iron. 

H. le Chatelier observed that equi-atomic proportions of carbon and silicon 
in soln. raise the resistance of iron by the same amount. He showed that in 
A. Matthiessen’s resistance curves for alloys, showing the effect of composition 
on the resistance, indicates that the constituents are mechanically admixed, but 
a drop in the curves corresponds with the formation of solid soln. W. F. Barrett 
and co-workers found that the effect produced on the resistance of iron by 

1 per cent, of added element is inversely proportional to the at. wt. of the latter, 
and that the increase in sp. resistance follows the same order as the increase 
in sp. ht. C. Benedicks suggested that equivalent quantities of foreign elements 
dissolved in iron cause the same increase in resistance. The rule is based on 
the assumption that equi-atomic solutions in iron possess equal resistances; the 
subject was discussed by E. D. Campbell. If EG denotes the summated values 
of all the elements dissolved in the iron expressed in terms of carbon, and if 25*8 
represents the increase in resistance caused by the presence of 1 per cent, of carbon, 
then, if 7*6 microhms per cm. cube represents the resistance of iron alone, the 
resistance of the alloy will be represented by Benedicks' rule : /?=7*6+25*8Z'C. 
The carbon value is obtained by dividing the percentage proportion of the element, 
liere represented by the chemical symbol in brackets, by its at. wt., and multiplying 
the result by 12, the at. wt. of carbon, e.g, 27C'=[C]+0*4200[Si]+0'2184[Mn]+ . . . 
The rule was found to apply fairly closely for solid soln. containing C, Al, Si, P, Cr, 
Mn, Co, Ni, As, Mo, and W. C. Benedicks said that it is difficult to fix the upper 
limit of the validity of the rule. It applies to dil. soln. Probably EC will exceed 

2 per cent., but not 3 per cent. He also observed that iron carbide or cementite 
does not appear to exert any influence on the resistance so long as it is isolated within 
the mass of the iron, but A. M. Portevin found that the structure has a considerable 
influence on the nature of the variations in resistance due to the addition of elements 
to iron —vide wfra. Again, C. Benedicks’ extrapolated value, 7*6 microhms per cm. 
cube, for the resistance of iron is much lower than the observed value about 10*0 
microhms per cm. cube. C. Benedicks said that the difference can be explained by 
remembering that the higher value would be lowered to the extrapolation result by 
admitting the presence of only 0*004 per cent, of hydrogen in solid soln. A. Sieverts, 
however, heated iron wire in hydrogen between 20° and 920°, but could not detect 
any appreciable alteration in the electrical resistance. H. Jellinek found that the 
electrical resistance of iron shows an 8*9 per cent, increase when the press, of the 
hydrogen rises from 0 to 35 atm.; and in nitrogen, a decrease of 4*5 per cent, 
between 0 and 15 atm. press., and an increase of 13*3 per cent, between 15 and 
20 atm. press. T. Sexl studied the effect of adsorbed gas on the resistance of iron. 
T. Skutta observed that the resistance of steel, in atm. of hydrogen and nitrogen, 
at press, up to 30 atm., is augmented, and that with hydrogen a stable soln. is formed. 
The extrapolation is based on the assumption that the resistance curve is a straight 
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line, but this assumption is not quite correct. H. Masuiuoto s observ^ious extra- 
polated for ceinentite, Fe 3 C, gave i?= 0 * 03 l 4 ohm per cm. cube ; and F. Sta ein s 

observations, 0 * 04 ? obm per cm. cube. xi i ■ / 

Other methods of calculating the electrical resistance of steely ^ ^ ^ 
composition .were discussed by P. Mahler, J. H. Partridge, h. Stablein, . • ^ ^ 

and A. Jones, L. Guillet, E. D. Campbell and W. C. ^ 

C. H. and N. D. Risdale, K. Honda and T. Simidii, and 0. l^oudouard. if. Masumoto 
gave 7?=.l<)44+0-548rC]4-l-527r8iJ+0-7]8[Mn]+ . . . T. D. Yensen gave 
J?=r9*6+82*5r(]-| 4-5(|Ci]-0*02), wliere [Cj denotes the excess of carbon under 

Table XL. The Effeit of Adt>ei> Elements on tup: Electrical Resistance 

OF Iron. 
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0-02 per cent., and the excess of carl ion over 0-02 per cent. ; and 

E. D. Campbell and H. W. Mohr, 7?-10*44+3-7[CJ for [CJ up to 1*1 per cent., and 
7?—14*51+7*8([Ci] —1*1) for [CJ between 1*1 and 1*5 per cent. The results of a 
number of observations on the effect of additions of various elements on the 
electrical resistance of iron, compiled by A. L. Norbury, are given in Table XL, 
and the summary in Fig. 264 shows that equi-atomic proportions of the different 
elements in solid soln. in iron do not increase the electrical resistance to the amount 
required by C. Benedicks’ rule. A factor dependent on the atomic properties of the 
particular elements in solution seems to determine the increase in the atomic 
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resistance. 1!^. D. Campbell pointed out that C. Benedicks' rule that ec^ui-atomic 
concentrations in iron possess equal resistances, assumes that the elements other 
than iron are wholly in soln., and that each atom exerts an equal influence on the 
resistance. He compared the sp. resistances of steels hardened by quenching and 
when annealed, and added that in order 


N C Si P AlMoCrMnW V Nt Co Fe Cv Au 

Fni. 204.—The Increase in the SpcK'ific 
}t('tRistaneo of Iron by the Addition of 
1 (Jram-atom of Klenient in 100 Oram- 
atoins of Allov. 


that the elements may be in soln. as com- ^ \c\ ‘ ’ 1 ^ ! ]—' 

])letely as possible, the sp. resistance I ^ rnU j i H Hi 1 

under consideration must be that of fe M f f ©"l M f r I 1 

steels in the hardened condition. Even ^ a/ 1 ^ f ® ? ^4 

then, however, there are such wide differ- ^ © I a . ^ ^ 

dices between the observed and calculated ^ J /V ~ I 

values that he said “the formula of ^ j © | 

(\ Benedicks cannot be considered as ^ ^LJ__ I I T y 1 

being of any particular significance.” N C Si P At Mo Cr Mn W \/ Nt Co k Cv Au 

K. Honda and T. Simidii, E. Griineisen Fio. 204.—The Increase m the Spec ific 
and E. Goens, and H. Masurnoto com- Kesistaneo of Iron by the Addition of 

1 xi 1 1 (Jram-atom of Klement in 100 Oram- 

pared the electrical and thermal con- atoms of Alloy. 

ductivities from the point of view of 

G. Wiedemann and R. Franz’s rule -vide supra, thermal conductivity. W Bro- 
niewsky compared the sp. vol. and resistance of metals. 

A. M. Portevin found that the electrical resistance of alloy steels varies with the 
nature of the added elements, and with the microstructure produced by (juenching. 
As a result, the following types can be distinguished : 

1. Pearlitic steels ~ -The resistance increases steadily with an increase in the 
])crcentage of the added element, and may be represented in terms of the latter 
factor, by a linear formula, or by a parabolic formula the coeff. of the squared term 
of which is small (aluminium steels). On quenching the steels, the resistance 
increases corresponding with the passage into solid soln. of the available carbon of 
the carbide. It was possible, in most instances, to verify the fact stated by C. Bene¬ 
dicks, that steels with about 0*8 per cent, of carbon in the normal state contain about 
0-27 i)er cent, of their carbon in a state of solid soln. The presence of certain 
elements, such, for instance, as molybdenum, appears to modify the latter figure. 

2. Martensitic steels. The increase in the electrical resistance with that in the 
percentage of the special element is smaller than in the case of the pearlitic steels. 
The variation in the resistance on hardening is practically nil for the steels contain¬ 
ing a low percentage of carbon, as may he very clearly seen with pearlitic steels 
containing the same percentage of carbon. For the martensitic steels with 0*8 per 
cent, of carbon there is an increased electrical resistance on hardening, the magnitude 
(d which decreases in jiroportion as the percentage of the special element becomes 
higher. Not all tin; carbon of the martensitic steels is therefore in soln. This fact 


corresponds, likewise, witii the hardening which occurs on quenching the marten¬ 
sitic steels; this is seen, in particular, with those steels which border closely on 
the pearlitic steels. 

3. Polyhedral steels .—The polyliedral steels are distinguished by a rapid rise 
in the electrical resistance, with the rise in the percentage of the added element. 
On hardening they undergo no variation, or only a slight diminution. This diminu¬ 
tion corresponds with the appearance of martensite, in lanceolate crystals, and 
occurs in steels which border closely upon the martensitic class. 

4. Double carbide steels.- -Two conditions may be distinguished : (a) The addition 
of the special element betrays itself by an increase in the amount of carbide 
(chromium and tungsten steels and vanaclium steels with 0*8 per cent, of carbon and 
less than 5 per cent, of vanadium), while the electrical resistance remains practically 
constant or undergoes but slight increase. (6) With increasing proportions of the 
special element the amount of carbide varies but slightly (vanadium steels with low 
l)ercentages of carbon and vanadium, and steels with 0-8 per cent, of carbon and over 
7 per cent, of vanadium), and there is then seen a notable increase in the electrical 
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resistance which corresponds with the increased cone, of the solid soln. surrounding 
the carbide. The variation in the resistance on hardening depends both on the 
nature of the constitution which surrounds the carbide, and on the solvent capacity 
of this carbide. The pearlitic steels and those containing the carbide undergo an 
increase in their electrical resistance on hardening, corresponding with that of the 
ordinary pearlitic steels, to which has, at times, to be added that which results 
from the soln. of the carbide (vanadium steels). Steels with a martensitic basis 
display a smaller increase in electrical resistance on hardening than those of the 
preceding category. 

Steels consisting mainly of a solid soln. do not, generally speaking, undergo any 
change on hardening. P "s necessary in this connection to point out that the soln. 
of carbon on hardening depends on all the phases of the heat-treatment: temperature 
of heating ; duration of heating ; rate of cooling ; and rate of traversing the critical 
point. It is not possible, therefore, definitely to pronounce upon the influence of 
this treatment on the electrical resistance, except after experiments in which these 
different factors had been varied. From what has been said it will be seen that 
C. Benedicks' law which expresses linearly the variation of the electrical resistance 
in terms of the percentages of the elements in solid soln. in the iron, can only be 
applied in the case of low percentages of the special elements. The limits of its 
applicability may, in the case of steels containing low carbon percentages (0*2 per 
cent.), be fixed approximately as follows : nickel steels less than 2*0 per cent. ; 
chromium steels less than 1*0 per cent.; tungsten steels 7*0 per cent.; aluniiniuni 
steels 1*0 per cent.; molybdenum steels 5*0 per cent.; vanadium steels 3*0 per 
cent. ; titanium steels less than 0*5 per cent.; and boron steels less than 0*2 per 
cent. Below these amounts the increase in the electrical resistance for each per 
cent, of the element added agrees in a satisfactory manner with that calculated from 
C. Benedicks’ formula, which thus appears to be chiefly a limiting formula to which 
an approach is made whenever the percentage of the added element decreases. 

It is the equation of the tangent of the commencement of the curve representing the 
electrical resistance in terms of the percentage of the special element. Observations 
were made by B. V. Hill. 

0. Chwolson discovered a minimum in the resistance curve of steel when 
tempered below 350°, and C. Fromme observed a maximum in the sp. gr. curve 
in the same region. There is a rough sort of proportionality between the sp. gr. 
or sp. vol. and the resistance. Thus, with C. Frorame’s data, for steel : 


Sp.gr. . 
Kesistaneo 


Annealed 

Commercial Glass- - - - , . . . ■ - -- ^ 

soft hard Yellow (250°) Blue (300°) Grey (350°) Sott 

1 00000 1 00772 1-00347 100217 009957 

46 26 20 18 16 


V. Strouhal and C. Barus studied the relation between specific gravity^ and electrical 
resistance, and failed to find an immediate relation; and they also showed that 
the temp, coeff. of the electrical resistance decreases in proportion as the electrical 
resistance decreases, or as its hardness increases at a rate which diminishes in 
passing from soft to hard steel —vide supra. 

N. S. Kurnakoff and S. F. Scheratschuschny showed that in solid soln. of the 
metals, there is a relation between the electrical resistance and the hardnesSy since 
these two properties usually vary in the same proportion. Comparing the hardness 
of alloy steels observed by L. Guillet with the resistance curves, A. M. Portevin 
observed that in their general characters, the curves present an air of family like¬ 
ness, notably in the case of chromium steels, and tungsten steels containing 0*8 
per cent, of carbon, and aluminium steels with 0*2 per cent, of carbon. Notable 
points of difference occur with the nickel steels. It is therefore inferred that these 
two physical properties—electrical resistance and hardness—are functions of a 
large number of variable factors, and that amongst those variable factors, there are 
certain common ones whose influence, when not masked by that of others, reveals 
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itself by a corresiioiideuce in the appearance of the curves of variations in resistance 
and hardness. 

P. W. Bridgman examined the effect of temp, and 'pressure on the electrical 
resistance of iron with less than 0*03 per cent, of impurity, and consisting entirely 
of ferrite. The results show that for press., p kgrms. per sq. cm., the press, coeff. 


are: 

0“ 

25“ 

50“ 

75“ 

100 “ 

i? . . . . 

1*0000 

1-1416 

1-2918 

1*4519 

1-6206 

1 Average 

OO 52405 

- 0-062420 

-0-062436 

-0-062451 

-0-062468 

0-062119 

- 0-062150 

- 0-062180 

-0-062209 

- 0-062238 

* 0-062262 

-0-062285 

-O-O 523 O 8 

-0-052330 

-0-062353 


These results correspond with an average temp, coeff. of 0-006206 between 0° and 
100° ; and for the average press, coeff., —0*0ri246 The value of the press, coeff. 
of the resistance of iron, R—'^(dRjdp), is related to the change in the conductivity 
and compressibility, by the expression R-^dRldp)--=^K'~\dKjdp)-\-\v(dvldp)y 

where K denotes the conductivity ; v, the volume ; and p, the press. U. Fischer 
gave for the press, coeff., —\^-'^dRIRdp~2h% at 273-1° K.; 23*7 at 198° K., and 
34*4 at 81° K. P. W. Bridgman obtained for the average press, coeff. at 
0°, —7*84°, and —182-9°, at press, up to 7000 kgrms. per sq. cm., —0-05234, 
— 0-05227, and ~ O-O 5234 . B. Beckman observed —0*052405 for the press, coeff. 
E. 1). Williamson found the ratio of the resistances at 1 and 12,000 kgrms. per 
sq. cm. press, to be 0*9729. A. T. Waterman, and A. Schulze discussed the 
conductivity as a function of press, in accord with the electron theory. The effect 
of cold-work on the electrical resistance was studied by P. Bardenheuer and 
II. Schmidt. A. Campbell measured the Joule heating effect of currents. 
G. 11. Wait and co-workers observed that exposure to radio-frequencies had no 
effect on the resistance. 

H. Rolnick, R. S. Bedi, J. Kussner, and W. II. Johnson studied the effect of 
tt'usile stresses on the electrical resistance of iron. H. Tomlinson observed that the 
temporary increase in the electrical resistance of an iron wire under tensile stresses 
where the wire is stretched in the same direction as the current, is exactly propor¬ 
tional to the stretching force. The percentage increase in the resistance which 
occurs when a cube of the material is stretched by the same weight is greater with 
iron than with steel wire, and this increase is nearly the same for different specimens 
of the same material. The percentage increase in the resistance which occurs when 
the material is stretched to the same extent is greater with iron than with steel 
wire. There is in each case a residual increase over and above that which would 
follow from a mere increase in length or sectional area which is greater with iron than 
with steel. H. Tomlinson gave 2111 Xl0“i2 for increase of resistance per unit 
produced by a stress of a gram per sq. cm.; 4*180 for the increase per unit of resist¬ 
ance which would be caused by a stress sufficient to double the length of the wire, 
and 2*618 for the increase per unit of sp. resistance which would be caused by a 
stress sufficient to double the length of tlie wire. Otherwise expressed, the per¬ 
centage increase in the sp. resistance by a stretching force of one kilogram per 
sq. cm. is O-O5IO8O for steel, and 0-051258 for iron. S. Fukuta found for steels 
with 0*3 to 1*5 per cent, of carbon, the average 0*001139. In general, the increase 
in sp. resistance is proportional to the applied stress ; and the increase in the sp. 
resistance decreases slightly with an increase in the proportion of carbon. T. UMa 
found that the sp. electrical resistance of iron and carbon steel, when stretched, 
increases as the tensile stress increases, and makes a discontinuous change at the 
yield-point, and afterwards increases. The discontinuity is at first positive, and 
as the carbon-content increases, it becomes negative. The rate of change of the 
sp. resistance decreases as the carbon-content increases. R. S. Bedi, and J. B. Seth 
and C. Anand observed no decrease such as occurs with nickel wires in the early 
stages of the stretching. A. Campbell found no change in the electrical resistance 
of iron, and iron-nickel wires when subjected to tensile stresses up to the breaking- 
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point. A. Campbell also found that the conductivity of soft iron remained 
practically constant under the influence of tensile stresses, indicating that up to 
the breaking*point the metal stretches out as if it were a liquid. W. Brown 
measured the effect of an electric current on the subsidence of tlie torsional oscilla¬ 
tions of an iron wire. . . 

P. W. Bridgman showed that the percentage change of electrical conductivity 
with loads of 2050 and 1025 kgrms. per sq. cm. are respec tiveJy -~0‘518 and —0-257 
while the proportional changes of conductivity per kgrin. per sq. cm. are respectively 
—2*53xlO~<5 and —2*51 Xl0~6; the proportional changes of sp. conductivity 
per kgrin. per sq. cm. are respectively —1*82Xl0~^ and — l*80x 10 The value 
of (1 -Y2o)IE is 0*71 X 10~^. He also found that witli iron, the longitudinal fractional 
change of resistance per kgim. per sq. cm. is 2*13xJ0~® when the tension is parallel 
and also perpendicular to the direction of rolling, and when corrected for distortion, 
the value is 1*42x10. The geometrical mean of longitudinal and transverse 
fractional change of resistance p(‘r kgrin. per sq. cm. is 0*99 X10“ or corrected for 
distortion, 0*86 x 10~^, when the tension is parallel to the direction of rolling ; and 
when perpendicular to the direction of rolling, 1*33x10"^, or, when corrected for 
distortion, 1*20x10 The calculated fractional change of transverse resistance 
per kgrm. per sq. cm. is 0*30x10“^ when taken parallel, and 0*78x10“® when 
taken perpendicular to the direction of rolling. R. S. Bedi found that the resist¬ 
ance of iron or steel, under a stretching load, decreases up to the elastic limit, and 
the resistance minimum coincides with the elastic limit. F. Credner observed that 
the decrease in the resistance of wires under tension when heated, reaches a 
minimum with iron at 6(X)'"-~vide nickel. T. lonescu discussed the Joule effect; 
W. G. Kannuluik, R. Kikuchi, the relation between the electrical and thermal 


conductivities —vide supra; and S. Procopiu, the relation between the electrical 
resistance, the sp. ht., and the temp, of a metal wire. 

W. K. Mitiaeff observed an anomalous change in the resistance of iron wire at 
radio-frequencies, but G. K. Wait and co-workers would not verify this. 



Fig. 265.—The Kffect of Mag¬ 
netization on the Resistance. 


H. M. Brown found that a magnetic field of 
10,000 gausses increased the electrical conductivity 
0*2 per cent. G. Barlow, W. F. Barrett, 11. Bethe, 

L. Bloch, G. Borclius, H. Braune, W. Brown, 

M. Dumermuth, J. Dorfman and co-workers, 

N. H. Frank, W. Gerlach and E. Englert, W. Gerlach 
and K. Schneiderhan, K. Ghosli, T. Gnesolto, 
A. Gray and E. T. Jones, P. Kapitza, CL Malioux, 
J. A. Mathews, M. Medici, E. Merritt, A. Perrier, 
H. Sachse, K. Schneiderhan, 0. Stierstadt, and 
11. Tomlinson studied the change of the electrical 
conductivity in strong magnetic fields vide infra, 

O. Htierstadt studied the change in the electrical 
conductivity of iron in a longitudinal magnetic 
field. H. H. Potter measured the effect of mag¬ 
netization on the change of resistance and some 
results are summarized in Fig. 265. The tem¬ 
peratures are expressed in terms of the Curie 


temperature 1050" K. The dotted lines refer to the transverse and the continuous 


lines to the longitudinal effect. Near the Curie point, the value hRjR changes less 
rapidly than the first power of H, but with rising temp, the curves gradually change 
in shape until, above the Curie point, the value of hRjR varies as 7/2. H. Walker, 
and R. Schenck made observations on the subject. 0. Stierstadt observed that 


some of the anomalies observed with small fields are due to errors, mainly incom¬ 
plete demagnetization. A. G. S. Gwyer, A. T. Waterman, K. Hojendahl, and 
K. F. llerzfeld discussed the theory of the conductivity of metals. A. Eucken 
defined a metid in terms of its electri^'al conductivity, which term i^ dependent on 
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tho prcHeiicc of fro(‘ (*lcctroiti'. f)nly u certain iiuiiibcr of eleiiieiits liave tlienc 
free electrons. 

W. Ostwald^ calculated for the heat o! ionization of Fe** from the metal, Fe, 
111 dil. aq. soln., 4^3 kilojoule, when the heat of ionization of H' from If., is zero * 
and for the formation of Fe-^ from Fe**, -39 kilojoules. J. D. Bernal and 

R. H. howler calculated for the ionization energfy of Fe**, 561 Cals, per gram-ion, 
and of Fc-, 1346 Cals. The transport number of Fe *-ions at 18^ w^as found by 
K. Szalagyi to be 50; A. Jleydweiller gave 45-2; G. von Hevesy, 48 ; and 
A. Stepmczka-Marinkovic, 46. For Fe--ions, A. Heydweiller gave 6i-2 at 18°; 
G. von Hevesy, 45 ; and K. Hopfgartner, 43. 

E. Dubois 3 studied the Volta effect in water-vapour. M. Andauer attributed 
tlie potential difference between iron and air, of the order of 0*15 volt, to the forma¬ 
tion of a conducting film of gas over the entire surface of the metal. M. Forro 
and E. Patai found the contact potential of iron and sodium to be 1*4 volts. 

S. J. French and L. Kahleiiberg studied the gas-metal electrode of iron with oxygen, 
hydrogen, or nitrogen. J. Galibourg measured the contact potential of steels of 
various kinds against mercury at temp, between 20° and 320°. He found the 
results dependent on tlie composition of the metal, l)ut were only slightly affected 
])y the degree of tempering. iJ(‘ said that the steels can thus be classified without 
analyzing them. G. Mdnch gave 0-35 volt for the contact potential of iron and 
copper ; (b N. (Oasoe, 0-21 volt for gas-free iron and nickel ; and F. Polednik gave 
1*99 volts for the contact potential of iron and quartz, and 1*15 volt for iron 
^and glass. W. Ende, and IG F. Hanstock studied the effect of cold-work on the 
contact potentials of iiietaN. J. B. Seth and co-workers studied the e.m.f. developed 
})y a rapidly rotating steel disc against aluminium magnesium, zinc, tin, cobalt, 
cadmium, lead, manganese, bismuth, nickel, platinum, antimony, arsenic, gold, 
tellurium, copper, and silver, and the values increase from —730 millivolt to 123 
millivolts in the order stated. E. Perucca, 0. Scarpa, A. Lafay, and H. F. Richards 
studied the subject. R. D. Kleeman and W. Fredrickson studied the electric 
charges of colloidal particles of iron in distilled water. R. T. Diifford studied the 
photovoltftic effect wdth iron in Grignard’s soln.; and P. E. Shaw and co-workers, 
the triboelectric effect. 

When iron dissolves in dil. hydrochloric acid, it forms a soln. of bivalent iron, 
ferrous chloride, and assuming that the salt, under these conditions, is ionized, the 
reaction is represented Fe-4 2H*~Fe*‘-fHo. Salts of univalent iron are unknown 
-inde wfra. A unit charge is equivalent to C= 96,540 coulombs, so that when iron 
passes into a bivalent (‘harge ion, Fe“, it acquires a charge of 2x96,540 coulombs ; 
and when bivalent iron passes into a tervalent ion, Fe"*, it acquires a charge of 
3x96,540 coulombs. From this jioint of view, iron, and the bivalent and tervalent 
charged ions, can almost be regarded as allotropic modifications of one substance. 
The electrical energy or work, IT, involved in the reversible transformation Fe^Fe" 
is the product of the quantity of electricity, C, and the pressxire E, so that the 
work B ~~2CE volt-coulombs. E ran be determined by dipping iron in a soln. 
of a ferrous salt, and measuring the difference of potential of this combination 
against another electrode taken as zero. Observations show that the difference 
of potential, E, depends on the cone., [Fe"], of tlie soln. such that E~ E^ 
1-0-02885 log [Ke"J volt, where Eq represents the value of E when the con(‘. TKe"] 
The electrode potential of iron in a soln. of a ferrous salt of cone. |Fe"j -I 
IS called the normal ])otential. Since E and .^o represent differences of ])otential, 
their respective values depend on the electrode wliicli is taken as zero. As shown 
by R. Abegg and co-workers, if the normal calomel electrode, Hg ; HgOl: A^-KCl 
be taken as zero, the potential is symbolized Eq ; if the dropping electrode be zero, 
E is symbolized Eq ; and if the normal hydrogen electrode be zero, E is symbolized 
E^, Under these conditions <^*277 ; Ec=EJQ-~0'b6y so that En^Ec+0-2S3, 

R. Schenck and co-w'orkers calculated from the equilibrium measurements of 
E. Baur and A. Gliissner, and A. B. Lamb's observations on the heat of formation 
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of ferrous oxide, that the normal potential: Pe->Fe*’ is - 0 47 volt for iron 
in contact with a molar soln. of a ferrous salt. K. Jellinek and H. Gordon think 
this value is too strongly positive. W. H. Hampton gave —0*4413 volt; C. Drucker, 
volt; and R. Abegg and co-workers considered —043 volt to be the best 
representative value for iron in contact with a normal soln. of a ferrous salt at 18 . 
This gives for the e.m.f. of the transformation Ee->Ee‘’, 

i£’jj_^-0*43+^-^-log[Fe’-] volt .(1) 

For a normal soln. of ferrous chloride, B. Neumann gave —0*361 volt, and for 
a 2N-soln., E. Petersen gave —0*337 volt. F. Forster found for the electrode 
potential of iron in a soln. with iV-FeCl 2 and A^-NH4C1, at the beginning, —0*492 
volt at 20°, and —0*420 volt at 75° ; and after an hour’s time, respectively —0*463 
and —0*420 volt. Numerous observations have been made with iron against 
soln. of ferrous sulphate. B. Neumann obtained —0*367 volt for the electrode 
potential of iron against iV’-FeS 04 ; M. Mugdan, —0*34 volt for 0*lA"-FeSO4 ; 
E. Petersen, —0*337 volt for 2 A^-FeS 04 . W. Muthmann and F. Fraunberger 
found that iron deposited electrolytically on iron or platinum gives Ej{~- —0*66 volt. 
This value agrees with that obtained by F. W. Kiister; and G. CoFetti and F. Forster 
showed that the high value applies not to iron, but rather to iron charged with 
hydrogen; if an allowance be made for this, the value for iron in A^-FeS 04 is 
—0*46 volt. High results for electrolytic iron were also obtained by C. E. Fawsitt. 
S. Glasstone gave for the cathode potential of iron in N-FeS 04 at 15° for current 
densities of jD amp. x 10“^ per sq. cm. : 
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The overvoltages are discussed below, 

0. Bauer observed with electrolytic iron in a 1 per cent. soln. of sodium chloride 
a potential of —0*363 volt at the start; —0*479 volt in 1 hr.; —0*739 volt in 24 hrs.; 
and —0*755 volt in 120 hrs. For cast iron, the potential at the start was - 0*628 
volt; —0*740 volt after 2 hrs.; and —0-765, and —0*762 volt after 24 and 
120 hrs. respectively. For mild steel, with 0*036 per cent, carbon, —0*575 
volt at the start; —0*688 volt after 5 hrs.; and —0*755 volt after 120 hrs. For 
0*86 per cent, carbon steel, —0*528 volt at the start; —0*626 volt after 1 hr.; — 0*700 
volt after 5 hrs. ; and —0*744 volt after 120 hrs. 

For an acidified soln. of N-FeS 04 , F, Haber and F. Goldschmidt gave —0*453, 
for cast or wrought iron. C. E. Fawsitt found that the proportion of carbon in 
iron had*very little influence on the electrode potential; thus, with 

OarbOn . . 0 0-18 0-2.3 0-40 0-9 ])or ct-nt. 

A*,! . . . - 0*356 - 0 3o2 0:152 0 351 - 0 350 volt 

T. W, Richards and G. E. Behr gave —0*72 to -0*74 volt; W. H. Hampton, 
- 0*71 to —0*78 volt; K. Iwase and K. Miyazaki, - 0*66 to 0*669 volt; and 
*vS. Sato, - 0*68 volt. Observations on the electrode potential of iron in soln. of 
ferrous sulphate were also made by A. Finkelstein, T. W. and W. T. Richards, 
H. Endo and S. Kanazawa, K. Murata, E. Heyn and 0. Bauer, E, Grave, B. Strauss, 
W. J. Sweeney, N. T. M. Wilsmore, S. Labendzinsky, and W. H. Walker and C. Dill. 
According to F. Forster, the effect of time on the electrode potential of iron in 
A’^-FeS 04 containing 0*5 per cent, of boric acid is as follows: 
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C. A. Lobry de Bruyu also noted that with O-JN-FeSO* iu an atm. of hydrogen, 
the potential originally at 0'422 volt rises, when the soln. is exposed to air, and 
attains -0-387 volt in 24 hrs. G. Grube and H. Gmelin gave for a soln. of 
0-0242il/-Na2FeO2 in 40 per cent, sodium hydroxide, A'h=— 0-855 volt. A. Finkel- 
steiii gave -0-10 volt for iron against iV-K 4 FeGy 6 ; and W. van Wullen-Scholten 
calculated from the solubility product of ferrous hydroxide, -0-569 volt for the 
electrode potential of iron against ferrous hydroxide. V. Nejedly gave for the 
e.m.f., A’ = 1-320 rolt, and for the temp, coeff.,^!’/^^^-0-0011, for iron and a soln. 
of 0-001A^-heCl2 and O-OlN-KCl. According to W. H. Hampton, the potential 
of different varieties of iron against 
a 0‘lM"Soln. of ferrous chloride 
were for iron amalgam, 0*8090 
volt; for finely-divided iron re¬ 
duced from ferric oxide, 0*8088 
volt. T. Mashimo observed that 
with iron electrodes iu 0*57li-FeCl3, 
and one electrode subjected to me¬ 
chanical agitation and a magnetic 
field, the potential at the disturbed 
electrode was positive, and the 
other one, negative. 

H. Endo and S. Kanazawa 
measured the electrode potential 
of iron and steel with varying 
proportions of carbon, and the results are summarized in Fig. 266. The 
electrolyte was A^-FeS 04 against a normal calomel electrode. The electrolytic 
iron was re-melted. Forged iron gives the largest potential, cast iron comes next, 
and annealed iron gives the smallest potential. The effect of a roughened surface 
IS greater than that of the carbon in steels. Thus, with electrolytic iron having the 
surface polished, with electrolytic iron unpolished, and with electrolytic iron heated 
for 15 hrs. at 250"^ to 300° in order to remove hydrogen and then polished : 

Elec trolytic Irou Electron tic iron Electrolytic iron 

(polished) (not polished) (dehydrogenized and polished) 

,- ^ -, ,- ^ -, - ^ -^ 

^i'lmo . 2 62 222 3007 2 58 142 3143 5 79 372 3105 

K.uif. 0*647 0*705 0*734 0*738 0*656 0*740 0*755 0*750 0*696 0*729 0*732 0*733 

The results with annealed and with fine globularized steel having 0*9 per cent, of 
carbon show that the annealed steel is at first a little more electropositive than the 
fine globularized steel, but it soon becomes electronegative, reaches a maximum, 
and then decreases to an asymptotic value 0*016 volt. With coarse globularized 
steel, the potential has an opposite sign to that of the fine globularizecl specimen, 
(b N. Glasoe studied the contact potential of iron and nickel. 

The normal potentials Fe-^Fe*” for iron in soln. of ferric salts, cannot be 
measured directly, because iron reduces soln. of ferric salts to the ferrous state. 
Apj)Iyingli. Luther's study of the oxidation of iron in stages, K.Jellinek and H. Gordon, 
li. Abegg and co-workers, F. Auerbach, and C. Drucker found that the resultant 
of the operations Fes-Fe" and Fe'’^Fe*'* is Fe^Fe**'; so that the work, W, 
will be lT].*e rc" + l^Ee - ic •• denotes unit charge, { -Pe * 

SfViT'e Fe * j A'fc Fc*=J(2Efc Fe T'^Fc* 'Fe" )• Again, for the reaction 
Fcv^Fe *’, E--Eo+JO*()58 log [Fe"*], on the assumption that the concentrations 
[he 'J and [Fe*"] are the same. By substituting the value of E for Fe^Fe" and 
l^T’T-Fe’", where [Fe**] is the same, then, for Fe^Fe"* A'o~J{2(—0*43)-j-0*75} 

- - 0*037, that is, -—0*04 nearly. G. Grube and H. Gmelin obtained Eh—— 0*09 
^olt. G. E. Fawsitt obtained values ranging from —0*128 to —0*234 volt for the 
electrode potential of different varieties of iron in A-FeC^; and A. Finkelstein, 
Ah=::- 0*09 volt for iron in iV-K 3 FeCy 6 . W. van Wullen-Scholten calculated 
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—0*220 volt for electrode potential of iron against Wric hydroxide from the 
solubility product of hydrated ferric oxide. 

R. Peters studied the normal potential : Fe’\^^Fe”% where E=^Eq 

+0*0577 log I Fc"’l [Fe’‘J, where !Fe'“J and [Fe**! represent the respective 
ionic concentrations. The value of A’o here works out to be Aq -0*0577 log if, 
where K is the e(|uilibrium constant. By working with a normal mercury 
electrode, Hg: HgCl. A'-Kl’l: FeClo . FeCi3: Ft, where there is the reaction 
Hg+Fe“+Cr^Fe’‘+HgCl. The current ceases when the free energy of the 
reaction : Hgd (T^F^HgCl is equal to that of the reaction : Fe'’^F^Fe* *. For 
equilibrium, [Fe‘‘]lHg(>l]/fHg](Fe”']rCT], or A^~[Fe“J/[Fe‘“] since the concen¬ 
trations of the solids, and [Cl'] can be regarded as constant. Consequently, 
for the reaction Fe-c^Fe *’, A:^-0*0577 log A+0-058 log [Fe-l/fFe*-1. When K 
"['Fe“]/(Fe‘“J, E is zero, R. Peters measured Ec for soln. containing different 
proportions of ferrous and ferric salts, at 17'’, and obtained : 
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By the addition of potassium chloride, the value of K was diminished, the mean 
value obtained being In neutral solutions, the potential was found to 

vary considerably with dilution, but this was not the case in acid soln. or in soln. 
containing potassium chloride. Solutions in a normal soln. of sodium nitrate gave 
values almost identical with those in pure water, so that ferric chloride and ferric 
nitrate are equally dissociated. In the case of mixtures of ferric and ferrous 
sulphates, the value of K was found to be 10®'^, so that at e(j[ual concentrations 
ferric sulphate gives fewer ferric ions than the chloride. The addition of fluorine 
ions in all cases raises the reduction potential, and this effect was further examined. 
The conductivity of mixtures of iron salts with sodium fluoride is less than the sum 
of conductivities of the constituents, the difference being greatest with ferric 
compounds, in which case also it increases with dilution. The ferric salts, therefore, 
probably form complex compounds with the sodium fluoride, a view further 
supported by f.p. determinations. By the addition of sodium fluoride to the mixed 
iron salts the e.m.f. falls greatly ; thus, in the case of a mixture of 0*liV ferrous and 
ferric salts the addition of an equal vol. of 0*3iY-soln. of sodium fluoride caused the 
e m.f. to become negative, or decreased the cone, of the ferric ions to 10~75 of its 
former amount. A white salt is also precipitated by the fluoride, and the com¬ 
position was found to be NasFeFeJH^^O. This was proved to be a complex salt 
in which the iron is present in the anion, as by electrolysis the percentage of iron 
increased at the anode and decreased at the cathode. It is probable that the 
reduction of the e.m.f. by addition of sodium fluoride is due to the formation, not 
only of the slightly dissociated ferric fluoride, but also of this salt. (!Jonfirinatory 
results were obtained by C. Fredenhagen ; he also found for the calomel electrode 
Eq ' 0*987, or with the hydrogen electrode, in agreement with R. Peters, 0*710 volt. 
G. Griibe found that with (i) a soln. of 250 c.c. of O-bilZ-K^FeCyo with 750 c.c. o1 
0*5.1/- K4Feryft, and (ii) a soln. of 750 c.c. of the former and 250 c.c. of tiie latter : 

(ii) 

r . . b 0*002 0*01 0*1 0*5 2*0 

0*456 0*436 0*463 0*523 0*531 0*555 volt 

W. Maitland obtained for the equilibrium constant, A=107’6; and calculated 
for Eq, for the hydrogen electrode, 0*743 volt. R. Abegg and J. Neustadt gave 
0*066 volt for Eq in the reaction Fe’*^Fe“' in pyridine soln. Observations were 
also made by V. Drucker, F. Auerbach, E. Muller and J. Janitzki, S. R, Carter 
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and T. J. Glover, S. R. Carter and F. H. Clews, S. Popof! and co*workers, L. Michaelis 
and E. Friedheim, L. Michaelis and C. V. Smythe, K. Masaki and T. Ikkatai, 
T. J. Glover, and K. Jellinek and H. Gordon. R. Abegg and co-workers gave for 
the best representative value, with the hydrogen electrode, A'q—O-TO volt, so that 
for the reaction Fe"’^Fe" at 18° : 

Em -0-75 f0*058 log [Fe*-]/[Fe‘'J volt.(2) 

R. Peters gave 0-296 volt for the e.in.f. of tlie cell Pt : 0-0005iV-FoCl3.0-0995jY-FeCl2, 
0 -lN-HCl, l*0iV-KCl HgjClg : Hg, at 17° ; 0*522 volt at 17° for Pt ; O-OOSAT-FeCb, 0 002 Ar- 
FeClj,, O-lA^-HCl, l ON-KCl, Hg^Clj : Hg ; 0*429 volt at 17" for Pt : 0 045iV.Fe2(SO4)„ 
0 * 01 A^.FeSO 4 , 01 A^-H 2 S 04 , 1*0A'-KC1, Hg^Ola : Hg ; 0*3.31 volt at 17° for Pt: 0 005iV- 
Fe 2 (S 04 ) 3 , 0 * 09 A^-FeS 04 , 01 Ar-H 2 SO 4 , l-O.V.KCl. HgaCl^ : Hg. H. Schafer gave 0*295 volt 
at 25" for Pt : 0 0 FV-(NH 4 ) 2 Fe(SO 4 ) 2 , I* 0 A^-(NH 4 ) 2 SO 4 , 1*0A^-KC1, Hg^Clj : Hg ; and 
0*364 volt when 0 09N-(NH4)2Fe(S()4)2 is used. A. A. Noyes and B. F. Brann gave for 
Pt : .rA-Fe(N 03 ) 3 , ^/A-FetNOgj^, O O 5 A.HNO 3 , 3*5 or 1-75A-KC1, 1*0N-KC1, Hg^Clj : Hg, 
at 25°, 0*04486 volt when r~0 05 and y --0 05 ; 0*4528 volt when j;— 0*0125 and y ==0*0125 ; 
0*4726 volt when j"— 0*0739 and v“0*0293 ; and 0*4643 volt wlien x =0*0112 and 2 /==0*0089. 

Fredonhagen gave 0*133 volt'at 17° for Pt: O-OlN-KgFeCy*, 0 09N-K4FeCy4, 1-ON-KCl, 
14 g 2 Cl 2 : Hg ; and 0*241 volt for Pt: 0*09N 1 KaFoCy^, 0*01 A-K 4 FeCve. 1-OA-KCl, 
Hg2C32 : Hg. For Pt: 0*0245A-K3FeCye> 0*00054A-Na4FeCye, O lA-KCl, Hg^Clg : Hg. 
K. Schaum and R. von der Linde gave - 0*170 volt at 25° and —0*143 volt at 50° ; and for 
Pt : 0*00025A.K3Fe(>„, 0*0270A-Na4FeCy4, 0*1 A-KFl, Hg 2 Cl 2 : Hg, -0*039 volt at 25°, 

and —0*078 voll at 50°. K. Liohroich dis<*u88ed the polarization of the cells Fe : Zn, 
Pb ; Zn, and C ; Fe, Hg : Fo. 

S. PopofF and co-workers measured the oxidation-reduction potential with the 
ferric-ferrous electrode, Pt.Ho | HCI |HCl, FeCL-FeCIa | Pt, with different concentra¬ 
tions of acid, and obtained the results shown in Fig. 267. The normal value is 
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tial of Iron. 


- -0*7473 to -0*7476 volt. G. Grube represented the variation of the potential of 
the anode with current density by Fig. 268, and comparing the result with platinum, 
in neutral soln., it shows how very strong the polarization is with the iron anode 
which forms a surface film of oxide. Observations were made by W. J. Muller 
and co-workers, J. Hinniiber, and S. R. Carter and F. H. Clews. N. Isgarischeff 
and A. Turkovskaja studied the effect of various salts on the oxidation-reduction 
potentials of the Fe'"-Fe*‘-system, and found that the e.m.f.,£^H> i« increased by 
the addition of cadmium chloride, and is diminished by the addition of various other 
chlorides in the following order : action of LiCl<MgCl 2 <CaCl 2 <BaCl 2 <NaCl 
<KC 1 <NH 4 C 1 ; zinc chloride low^ers Em at concentrations below normal and 
raises Em at higher concentrations, whilst the action of the remaining chlorides 
increases with their concentration. Nitrates raise the Em value proportionately 
to their concentration in the order : action of NH 4 N 03 <KN 03 <NaN 03 <Sr(N 03)2 
<Ca(N 03 ) 2 <LiN 03 <Mg(N 03 ) 2 <Cd(N 03 ) 2 . The addition of sodium bromide 
VOL. XIII. P 



2J0 [N()K(MNIC AND THEORETK’AL CHEMISTRY 

raises A’h more lliaii does sodium Jiitrate, and sodium sulphate depresses to a 
grea^^er extent than does sodium chloride. The above effects cannot be attributed 
to variations in pu consequent on the addition of these salts, or to the formation of 
complex double salts with iron chlorides. S. Bodforss found that the potential of 
iron is a linear function of the H‘don concentration of the soln. K. Murata, 
E. Liebreich, and J. Glover studied the subject. W. van Wiillen-Scholten found 
the potential of iron to ferrous hydroxide is 0-569 volt, and to ferric hydroxide, 
—0-220 volt, but in the presence of oxygen, a solid soln. of the two hydroxides 
occurs as a single phase where the ratio in the phase is dependent on the 

oxygen cone, of the soln. 

K. Zang measured the oxidation of ferrous chloride soln., after the lapse of 
different intervals of time : 4Fe*‘+02+2H20^4Fe‘”+4:(0H)i, or Fe**^Fe*‘'+©. 
This represents the first phase of the reaction, and K. Zang assumed that in the 
second phase, the oxygen reacts with the electrons, and with this hypothesis deduced 
the equation dxldt~-~k^[a--T)jx. Let a denote the original cone, of the soln., and 
X the cone, of the ferric salt at the time t, then lcit= log {{a—XQ)l[a~x)} 
represents the value of ki for a unimolecular reaction; let denote the constant 
for a bimolecular reaction; and the constant for the reaction whose speed is 
dx/dt—kQ(a—x)lx. The following is a selection from the observed results : 
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After a period of induction, the constancy of A-q is taken to mean that the original 
hypothesis is confirmed. 

According to i\ Benedicks and R. Sundberg, the potential, E^, of a metal in a 
soln. entirely devoid of oxygen--the hydrogen potential—and the potential, Eq, 
of^a metal in a soln. containing oxygen—the oxygen potential—then, for quenched 
carbon steels, the H-potential is reduced irregularly from —0-745 volt down to 
—0-64 volt as the proportion of carbon increases, while the 0-potential rises and 
also shows irregularities. For unquenched steels, the value for the H-potential 
falls as the proportion of carbon rises to 0-9 per cent., and then rises as the propor¬ 
tion of carbon increases still more. For steels with up to 0-9 per cent, of carbon, 
c, the value of 0-708-f-0-010c volt. The 0-potential rises from 0-311 volt 

as the carbon increases, and the results, though irregular, act like those with the 
Il-potential but in the converse way. 

For the normal potential : Fe->Fe ., G. Grube and H. Gmelin obtained 

Eh—— 0-13 volt; and with iron against 0-llf-Na2FeO4 in 40 per cent, sodium 
hydroxide, at 25°, the results were not constant, because the ferrate is reduced to 
ferrite in contact with iron. 

Measurements of the electrode potential of iron against distilled imteXy and sea¬ 
water were made by T. Andrews, K. Arndt, F. Haber, F. Haber and P. Krassa, 
K. Hasegawa and S. Hori, E. Pleyn and 0. Bauer, A. de Meritens, W. Muthmann 
and F. Fraunberger, and F. H. Rhodes and E. B. Johnson. The electrode potential 
of iron against soln. of ammonium hydroxide was measured by A. Finkelstein, and 
M. Mugdan ; against soln. of sodium hydroxide, by G. Grube and H. Gmelin, 
F. Haber and F. Goldschmidt, E. Heyn and 0. Bauer, P. Krassa, M. Mugdan, and 
W. Pick; against soln. of potassium hydroxide, by J. Billiter, 0. Faust, F. Forster 
and V. Herold, C. Fredenhagen, E. Grave, G. Grube and H. Gmelin, P. Krassa, 
M. Mugdan, W. Muthmann and F. Fraunberger, W. Pick, E. P. Schoch and 
(\ P, Randolph, and J. Woost; and against a soln. of calcium hydroxide, by F. Haber 
and F. Goldschmidt, and E. Heyn and 0. Bauer. 
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The electrode potential of iron in hydrochloric acid was measured by M. Cent- 
nerszwer and M. Straumanis, A. Thiel and K. Keller, and W. Muthmann and 
F. Fraunberger; of iron in a soln. of potassium chloridcy by T. P. Hoar and 
U. R. Evans, and F. Vies and A. Ugo ; and of iron in sulphuric acid, by T. Andrews, 
H. (t. Byers and C. W. Thing, H. G. Byers and 8. C. Langdon, M. Centnerszwer 
and M. Straumanis, C. Fredenhagen, E. Grave, W. J. Muller and 0. Lowy, 
M. Mugdan, and A. Thiel and K. Keller. (\ G. Fink and C. M. Decroly found 
the electrode potential of electrolytic iron in sulphuric acid of the percentage 
composition 

H 2 SO 4 . 0-45 2-40 5 14 9-92 17-54 32 03 64-69 per cent. 

E . -0-941 -0-916 -0-928 -0-905 -0-872 ' -0*827 -0-715 volt 


A. L. McAulay and G. L. White’s results for the effect of the H'-ion concentration, 
represented by p^, on the electrode potential of iron in air-free, 0-2iV-KCl, are 
summarized in Fig. 269. The curve with a 
0-2M-phosphate soln. is dotted in Fig. 269. 

11. G. Byers and 8. C. Langdon, J. P. Hoar and 
U. R. Evans, and W. J. Miiller and K. Konopicky 
measured the electrode potential of iron against 
sulphuric acid in the presence of hydrogen, and 
also oxygen ; E. Grave, likewise against sulphuric 
acid in the presence of ozone, and also of hydrogen 
dioxide. 0. Fredenhagen, W. J. Muller, and 
W. Muthmann and F. Fraunberger measured the 
electrode potential of iron against nitric acid —the 
passive state; E. Heyn and 0. Bauer, against 
arsenious acid ; E. Heyn and 0. Bauer, W. Muth¬ 
mann and F. Fraunberger, and G. C. Schmidt, against dichromic acid ; and 
M. Mugdan, against acetic acid. Measurements of the potential are also discussed 
in connection with the passivity of iron. 

J. H. Andrew and co-workers measured the electrode potentials of steels against 
a soln. of ferric chloride and a normal calomel electrode with the idea of finding the 



Fio. 269.—Equilibrium Poten- 
tials of Iron with Solutions of 
Different H‘-ion Conrentra* 
tion. 



Fig . 270.— The Electrode Potentials of 
Carbon Steels Quenched at Different 
Temperatures. 



Fig. 271.—The Electrode Potentials 
of Carbon Steels Tempered at 
Different Temperatures. 


iffect of heat-treatment, and the state of the carbon in the alloys. The results are 
ndicated in Figs. 270 and 271. The electrode potential of quenched steels—with 
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a-iron—decreases as the proportion of carbon increases, so that the iron is rendered 
less active by dissolved carbon. The potential of hypoeutectoid steels is increased 
by raising the quenching temp., so that with an increase in the quenching temp,, 
the least concentrated area of the solid soln. becomes less concentrated in carbon. 
J. H. Andrew and R. Hay found that carbide segregation occurs on soaking at a 
temp, above the Ac 3 -arrest. The potential of hypereutectoid steels is lowered })y 
an increase in the quenching temp. There is a marked deviation of the curve for 
hypereutectoid steels quenched at IKX)'^ from that obtained for the same steel 
quenched at 1000°. Steels with over 1*2 per cent, of carbon, and quenched at 
1100°, contain austenite, but since austenite is less active than martensite this does 
not explain the deviation f the curve at 1100°. The curves probably mean that 
the martensite obtained by quenching high-carbon steels from 11(X)° is much more 
concentrated than that obtained by quenching at 1000°. This may be due (i) to 
the cementite line being more curved than is generally assumed, so that the solubility 
of carbon iny-iron at 1100° is much greater than it is at 1()(X)°—this is not in accord 
with measurements of the electrical resistance ; or (ii) that so long as particles of 


cementite in hypereiitect^ .d steels remain undissolved before quenching, they may 
act as nuclei and cause a partial precipitation of the carbide even witli rapid cooling. 

The curves. Fig. 271, show that the electrode potential increases j)rogressively 
with the raising of tempering temp., showing that the ])roportion of carbon in soln. 


is reduced by tempering. After 


0’5i0 



tempering at any temp, up to, say, 450°, an 
appreciable amount of carbon remains in 
soln., and this proportion is reduced by 
raising the tenqiering temp. On heating 
quenched steels to a given tern])., tempering 
proceeds until a limiting value is attained, 
after wirch it either stops or proceeds very 
slowly. A similar conclusion was inferred 
from measurements of the (dectrical resist¬ 
ance. The potential curve olitaiued after 
tempering at 680° lies below that obtained 
at 650°, indicating that carbon dissolves in 
a-iron below the Ae^-arrest. F. Brush 
and R. A. Hadfield, and otliers have in¬ 
vestigated the evolution of h(‘at by a 
(jueiiched steel at room temp. ; and the 
effect of ageing on tlie iiotcntial of steel 
immediately after quenching, and after re¬ 
maining at room temp, for different periods 
of time is indicated in Fig. 272. The 
potential decreases with time ; this may be due to the relief of the strains caused 
by quenching. The electrode potentials at 18° of carbon steels quenched at 1100° 
and at 780°, and chromium steels at 1100°, did not change appreciably before and 
after immersion in liquid air. This indicates that austenite, unlike martensite, is 
not affected by liquid air. W. H. Walker and C. Dill discussed tlie electrode 
potential and the structure of iron. 

M. Faraday studied the electrochemical series, and found that iron in nitric, 
hydrochloric, or sulphuric acid is negative towards bismuth, copper, and antimony, 
and positive towards tin, lead, cadmium, and zinc ; in soln. of potassium hydroxide, 
iron is negative towards copper, silver, and nickel, and positive towards bismuth, 
lead, antimony, cadmium, tin, and zinc; and in yellow and colourless soln. of 
potassium sulphide, iron is positive towards many metals. According to J. C. Pog- 
gendorff, and S. B. Christy, iron in soln. of potassium cyanide is negative towards 
palladium, silver, carbon, and platinum, and positive towards nickel, bismuth, 
tin, antimony, copper, lead, cadmium, and zinc. S. B. Christy found that in distilled 
water, iron is positive towards zinc, and lead, and negative towards copper, silver, 


0-75 h2b 

Per cent ofcdrbon 

Fio. 272.--Tlie Effect of Time on tho 
Electrode Potential of C'arbon Steels 
Quenched at 1100". 
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mercury, and gold. R. Abegg and co-workers gave for the electrochemical series 
—Li, li, Na, Mg, Zii, Fe, Cd, Co, Ni, Pb, Sn, H, Cii, Ag, Hg, Au-f; P. Streintz 
gave for soln. of the metal in nitrate soln., —Mg, Zn, Cd, Sn, Al(Pb), Fe, Co, Bi, Ni, 
Cu, and Agh ; and in chloride soln., —Mg, Zn, Al, Cd, Fe,&a, Bi, Co, Sb, and Cu-f. 
C. B. Gates, and G. (^ore studied the place of iron in the electrochemical series in 
molten salts, and in non-aqueous solvents ; and A. S. Russell found for iron in 
mercury, — Zn, Cd, Tl, Pb, (\), Mn, Fe, Bi, Co, Hg, Ni, and Pt+- T- Andrews 
studied the electrochemical series with different forms of iron and steel in sea¬ 
water, and in salt sohn ; wliilst A. Schleicher found that the order with iron is 
\ passive wrought iron, rusted cast iron, rusted wrought iron, wrought iron, 
passive cast iron, cast iron — ; and for steels, + nickel steel (25 : 75), nickel steel 
(5: 95), clirome steel, tungsten steel, and cast ste(‘l (0*1 per cent, carbon). 

G. N. Glasoe gave 0-20 volt for the contact potential (A nickel and iron. 

'I'lif ('l(M‘lr(}flo potential of iron in hi^drofttiorir arid was examined by Bedel, and 
A. Travers and J. Aubort; in an aq. soln. of nodtum Jluoride, by M. Mugdan ; in pyridine 
soln. of lithium chloridry by If. Egbert; in aeotone soln. of lithium cfdoride, by U. Sborgi 
and P. Marehetti; in aq. soln. of sodium chloridcy by T. Andrews, E. Heyn and O. Bauer, 
J{. Lorenz, A. L. MeAulay and F. P. Bowen, M. Mugdan, E. I'etorsen, and W. van Wiilleii- 
Scholten ; ammonium chloride^ by PL Heyn and O. Bauer; in aq. soln. of potassium chloride^ 
hy K. Arndt, U. K. PAans, PL Heyn and O. Bauer, M. Mugdan, W. Muthma/m and 
P. PTaunberger, (L (\ Sclimidt, W. H. Walker and eo-workers ; in aq. soln. of different 
aeidities, by P\ ^'ie8 and A. Ego ; in methyl alcohol soln. of potassium chloride, by 

H. P^ggort ; in atp soln. of potassium bromidcy by M. Mugdan ; potas sium iodide, by 
M. Mugdan, and CL L. Sehinidt ; jmtassium rhlo7'atr, by M. Mugdan, PL Heyn and O. Bauer, 
and PL 1*. Schueli and V. P. Jlandoljih ; jurchloric acid, by A. Travers and J. Aubert ; 
potassium perchlorate, by M. Mugdan, and PL Selioeh and (L P. Kandolpli ; potassium 
bromate, PL Heyn and (). Bauer, and JL P. Sehoeli and C. P. Jiaiidolph ; potassium lodate, 
by IL Heyn and O. Bauer, and PL P. Selioeli and (’. P. .Randolph; calciiifn, barium, 
and magnesium chlorides, by PL Hoyn and O. Bauer ; in sodium hydroxide, by C. Bedel ; 
t>fannous rhloridi and bydroehlorie aeid, by A.'J’hiol and K. Keller ; ammoniumhydrosulphide, 
hy A. P'inkelstein ; sodium hydrosulphide, by K. Zuppinger; sodium sulphate, by 
11. (1. Byers and C. W. Tiling, and PL Heyn and O. Bauer ; 8ulpht4ric acid, by W. Wolff, 
;\. Travers and d. Aubert, and C. Bedel ; potassnnn sulphate, by U. K. Evans, K. Heyn 
and O. Bauer, .1. K. (L Hicks, A. L. MeAulay and S. H. Bastow, M. Mugdan, and 
IL I’. (Sclioch aiul (L P, Kandoli>h ; and soln. of pota.ssiuin siilj)liate mixed with sulpluiric 
acid, ])otassiuin hydroxide', ]^otassiuni fluoride, or potassium diehromate, by E, P. Schoc'h 
and ('. P. Randolph ; ammonium, nuujnesium and manyanese sulphates, by PL Heyn and 
(). Hauer ; aci'tone soln. of siltur nitrate, by ISborgi and P. Marehetti; ethyl alcohol soln. 
uf ammonium and ealeiuni nitrates, by U. Xborgi and (L Pappon ; stannous sulphate and 
sulphuric acid, by A. Thiel and K. Keller; sodium nitrate, by PL Heyn and (). Bauer; 
jwtassium nitrate, by M. Mugdan ; potassium nitrate with nitric acid or jiotassium 
iiydroxide, by IL I*. Scliocli and (^ P. Randolph ; ammonium nitrate, by E. Heyn and 

O. Bauf'r ; silrer nitrate, by O. Kolilschiittor and co-workers; atnmonium, and sodium 
hydrophosphates, by PL Heyn and O. Bauer ; phosphoric acid, by A. Travers and J. Aubert; 
sodium carbonate, and hydrocarbonate, by P\ Haber and P’. (U^ldsehmidt, and E. Heyn and 
(). Bauer ; potassium carbonate, and calcimn hydrociirbonatc , by PL Heyn and O. Bauer ; 
sodium acetate, by PL Heyn and O. Bauer, and M. Mugdan ; ammonium acetate, by PL Heyn 
and O. Bauer ; potassium cyanide, by A. Broebet and J. Petit, P\ C. PVary and R. K. Porter, 
S. B. Christy, A. P'inkelstein, i\ B. CJates, PL Heyn and O. Bauer, W. Muthinanu and 

P. P’raunberger, and A. van Oettingen ; potassiufn thiocyanate, by \\\ Muthmann and 
P. Praunberger ; sodium tetraborate, by PL Heyn and O. Bauer ; potassium chromate, by 
PL Heyn and O. Bauer, and E. P. Schoeh and C. P. Randolph ; potassium dichromate, by 
H. (h Byen-s and C. W. Thing, P]. Heyn and O. Bauer, M. Mugdan, and PL P. Sehoeh and 
C. 1‘. Kandolpli; and potassiufu pcrmajiyanate, by E. Heyn and O. Bauer, and M. Mugdan. 

The electromotive force of a large variety of single, dotible, or more cells has 
been determined. 

Single liquid cells. —In colls with one electrolyte and iron : P^e | solution | metal, 
P. Barus studied cells with water and steel annealed at different temp. R. B. Clifton 
observed that copper is jiositive and zinc negative with water as electrolyte. N. K. Dhar, 
that tin is positive ; C. A. Lobry do Bruyn, that aluminium is negative ; and P\ TOdt, 
Hiat platinum is positive. A. de la Rive observed that tin is positive and coptier negative 
v'ith a soln. of ammonia as electrolyte, and combinations with silver, platinum, copper, 
and tin were studied by J. C. Poggendorff ; PL P'. Kunge, anti PL Branly found that witli 
V^tassium hydroxide soln. zinc is negative, and J. C. Poggendorff studied the combinations 



214 


INORaANIC AND THEORETICAL CHEMISTRY 

with copper, silver, zinc, cadmium, mercury, tin antimony, or platinum. P. Bechtoreff 
found that carbon with a 20 per cent. soln. of sodium hydroxide gives A'—0-9 volt at 95 ; 
F. TOdt examined cells with sodium hydroxide soln. and platinum; and F. Jirza, with 
silver ; J. C. Poggendorff also studied cells with hydrochloric acid and copper, silver, zmc, 
cadmium, mercury, tin, antimony, or platinum ,* C. L. Speyers, combinations with hydro¬ 
chloric acid and mercury. M. Centnerszwer and M. Straumanis found that with hydro¬ 
chloric acid of concentration 0 * 5 , 0-25, and 0*1 eq. per litre against platinum at 26°, E w^ 
respectively 0-101, 0-116, and 0-152 volt. M. Centnerszwer found aluminium is negative in 
0*6 jV-HC 1. M. Centnerszwer and M. Straumanis found with a 0 *lA^*soln. of hydrobrornic acid 
and platinum, JS7=0*109 volt at 25°. K. W. G. Kastner studied combinations with a soln. 
of sodium chloride with zinc as the negative pole, and observations were also made by 
J. C. Poggendorff with the same soln. and copper, silver, zinc, cadmium, mercury, antimony 
or platinum ; F. TOdt studie'^ cells with O-OlA^-NaCl and zinc. K. Kyans studied a cell 
with 0-6A’'-NaCl and aerated and non-aerated electrodes. E. J. Micheli found copper is 
})ositive in a soln. of sodium chloride ; K. Lorenz, that copper oxide is positive under 
similar conditions ; and E. Liobreich measured the effect of coating the iron with red-lead, 
ferric oxide, zinc-white, white-lead, or varnish. W. van Wiillen-Scholten measured the 
e.m.f. of cells with rough and smooth iron in soln. of sodium chloride. N. R. i)har found 
tin is positive with a soln. of potassium (hlorid<\ and C. A. Lobry de Bniyn, that aluminium 
is negative. N. R. Dhar studied the e.m.f. of iron against soln. of potassium chloride. 
E. Liebreich and co-workers found that with O lA'-KCl at 20 °, and ferric oxide, ii’ — O OO 
volt, with zinc oxide, 0*150 volt, with lead carbonate, 0*005 volt, and with red-lead, 0*075 
volt. U. R. Evans studied a cell with 0*1A^-KC1 and steel electrodes one of which was aerated. 
N. Vlacovich found that zinc is negative wutli a soln. of aumonium chloride. J. C. Poggen¬ 
dorff studied the combinations with a hydrochloric or sulphuric acid, or an aq. soln. of 
potassium iodide^ or of potassium bromide and copper, silver, zinc, cadmium, mercury, tin, 
antimony, or platinum. M. Randall and M. Frandsen found that tlie cell Fc, Fe(OH )2 
against 0*05Ai-8oln. of barium hydroxide^ and HgO, Hg, had an e.m.f. of 0*973 volt at 25° 
with highly purified iron. E. L. Nichols and W. S. Franklin found that platinum is 
negative in a soln. of ferrous chloride ; W. H. Hampton studied the cell with iron against 
O-lAf-FeCla and HgCI, Hg, and gave 0-4413 for the electrode potential of iron. The cell 
was studied by M. Randall and M. Frandsen. E. Petersen found that the cell with carbon 
and 2N-soln. of ferric chloride gives 0*90 volt; W. Spring, that with cone, ferric chloride, 
carbon or platinum is positive—the cell with carbon was also studied by A. A. Beadle, 
F. W. Kiister, H, Pauling, and E. Peterson. E. Petersen found that zinc is negative with 
2 N-FeCl 2 with 20 per cent, of sodium chloride, and E=0*537 volt. W. H. Hampton 
obtained =0*8088 volt with a coll having 0 - 2 iV-FeCl 2 and a calomel electrode. Zinc is 
negative with a soln. of zinc chloride. E. L. Nichols and W. S. Franklin found that platinum 
is positive with a dil. hydrochloric acid sohi. of potassium chlorate; M. J. Roberts, 

J. C. Poggendorff, and R. B. Clifton found that with dil. sulphuric acid, zinc is negative; 
M. J. Roberts, and C. Hockin and H. A. Taylor, that zinc amalgam is negative; E. Branly, 
that copper, platinum, and carbon are positive; P. Casamajor, iron-amalgam is negative. 

R. B. Clifton found that zinc is negative, and copper and mercury are positive with dil. 
sulphuric acid. J. C. Poggendorff studied cells with sulphuric acid and an electrode of 
copper, silver, zinc, cadmium, mercury, zinc amalgam, tin, antimony, or platinum; 

C. L. Speyers studied cells with sulphuric acid and mercury; and S. P. Thompson, sulphuric 
acid with an electrode of copper at different temp. A. L. McAulay and S. H. Bastow found 
that cells with 0-6N-soln. of potassium sulphate and a calomel electrode, had E between 
0*76 and 0*80 volt. H. L. Heathcote found that iron is negative against passive iron in 
sulphuric acid (1:6); M. Centnerszwer and M. Straumanis gave for platinum against 
sulphuric acid of concentration C eq. per litre, at 25° -. 

C-H 2 SO 4 . . 1 0-5 0*25 0*1 0*05 

E . . . 0*161 0-163 0*171 0*169 0-171 volt. 

A cell with O-SN-HjSO* and copper had E=0*024 volt, and with silver, 0*060 volt. 

W. D. Bancroft studied cells with N- and 2 N-H 2 SO 4 and iron electrodes one or both of 
which was treated with air, hydrogen, nitrogen, or coal gas. M. Centnerszwer examined 
cells with 0 * 6 N- and 2 iV-H 2 S 04 and aluminium. P. Goerens found that with cold-worked 
iron annealed at 620°, 0 *lN-FeS 04 , and iron annealed at 520°, the voltage is practically 
zero. W. Broniewsky found tlmt for soft steel, N-FeS 04 , and steel with 

Carbon .... 0*24 0*44 0*79 5*12 jier cent. 

^piSteel .... 0*014 0*017 0 0*016 volt 

^ISteel tempered . 0*021 0-027 0*014 0*038 „ 

C. A. Lobry de Bruyn studied colls with a calomel electrode having an electrolyte with a 
mixture of ferrous and ferric sulphates, against soft and hard steels. H. Wolff found that 
zinc is negative with a soln. of zinc sulphate ; C. Hockin and H. A. Taylor, that zinc amalgam 
is negative with a soln. of zinc sulphate ; J. C. Poggendorff, and R. T. Lattey and 
M. W. Perrin studied cells with a sulphuric acid soln. of zinc sulphate and copper, silver, tin, 
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or platinum; and 0. BaruB and V. Strouhal studied cells with a solii. of zinc sulphate and 
steel annealed at different temp. G. Tammann and W. Wiederholt studied cells with 
iSr-ZnSO* and copper, silver, gold, zinc, tin, or lead ; T. W. and W. T. Richards, ferrous 
sulphate of concentration r eq. per liti-e, and a normal calomel electrode at 25 "': 


r.1-02 

E .0-741 

(;.FeS04 .... 0-365 

t7.HaS04 .... 0-001 

E .0-753 

r.FeS04 .... 0-329 

(’-Fe,(S04)3 . 0-003 

E . . . 0-719 


0-366 

0-327 

0-039 

0-753 

0-759 

0-778 volt 

0-393 

0-366 

0-390 

0 100 

0-25 

0-50 

0-724 

0-669 

0-634 volt 

0-329 

0-327 

- 

0-017 

0-088 

— 

0-687 

0-630 

v-^olt 


t'. F. Kungo found that with nitnc aad^ mercury ih positive ; and the same cell was studied 
by C. L. Speyers. .T. C. Poggendorff found that zinc is negative, and he also studied cells 
with nitric acid and copper, silver, zinc, cadmium, tm, antimony, and platinum; 
E. L. Nichols and W. S. Franklin showed that carbon is positive with nitric acid ; and 
W. Hittorf, that platinum is negative. C. F. Schbnbfnn studied a cell with dil. nitric acid 
and lead dioxide. M. Faraday showed that with cone, nitric acid, silver and copper are 
negative, but with dil. acid, positive; C. A. Lobry de Bruyn, that aluminium is negative with 
a soln. of potassium nitrate ; and W. Wolff, that zinc is negative with a soln. of zme nitrate. 
J. C. Poggendorff studied cells with a soln. of sodium carbonate, and copper, silver, zinc, 
cadmium, mercury, antimony, or platinum ; and F. Todt, cells with sodium carbonate soln. 
and platinum. S. P. Thompson found that with a soln. of potassium cyanide, carbon is 
jiositive, and J. C. Poggendorff studied cells with the same soln., and copper, silver, zinc, 
cadmium, mercury, tin, antimony, or platinum. C. L. Speyers studied cells with acetic 
acid and mercury. M. Dauv<^) found copper positive in a cell with a soln. of copper acetate. 
J. C. Poggendorff studied cells with sodium tetraborate and sulphuric acid and cojipcr, silver, 
tin, or platinum ; E. L. Nichols and W. S. Franklin, W. Kistiakowsky, and A. Naccari and 
M. Bellati, with chromic acid and a carbon positive electrode ; and P. Bechtoreff, colls with 
20 per cent, soda-lye and potassium permanganate with a carbon negative electrode, and 
E. L. Nichols and W, S. Franklin, porinanganate with platinum as positive electrode. 

Double liquid cells. —M. Faraday observed that iron in a dil. soln. of potassiuyn hydroxide 
IS negative against iron in a cone. soln. of the alkali; J. C. Poggendorff, and J. P. Joule, 
that iron in potash-lye is negative against platinum in nitric acid ; J. P. Joule, that iron 
in potash-lye is negative against platinum in nitric .sulphuric acid and lead dioxide, or 
against copper in sulphuric acid ; C. Fredenhagen gave 0-248 volt for iron in N-KOH 
against N-KCl, Hg^CIj, and mercury. W. Hittorf found that iron in a .soln. of sodium 
hifdroxide is negative against platinum in chromic acid ; and with iron in O-lA'-NaOH 
-fO-lN-KOH, M. Mugdan found the e.m.f. to lie 0-303 to 0-403 volt, and with iron in 
0-lA"-NaOH against 0-lN-K(3 HggClo, and mercury. F. tfalxjr and F. (h)Idschmidt obtained 
an e.m.f. of 0-7 to 1-1 volt. W. Hittorf found that iron in a iV-.soln. of nmmoyiia is negative 
against mercury in iV-KCl with mercurous chloride, and with 0-1N-NH4OH, M. Mugdan 
found that the e.m.f. is 0-103 volt; Haber and F. Goldschmidt found that iron in a soln. 
of calcium hydroxide against 0-lA^-KCI, Hg 2 Cl 2 , and mercury, had an e.m.f. of 0-4 to 0-8 
volt; and O. Faust, that iron in 20 per cent, potash-lye against zinc amalgam in 20 per cent, 
potash-lyo containing 2 per cent, of zinc hydroxide liud an e.m.f. of 0-416 volt. M. Mugdan 
found that with iron in a O-lAT-soln. of sodium fluoi ide against N-KCl, Hg 2 Cl 2 . and mercury 
the e.m.f, is 0-553 to 0-583 volt. M. Faraday found that iron in dil. hydrochloric acid is 
nogativo against iron and cone, hydrochloric acid ; E. L. Nichols and W. S. Franklin, witli 
platinum as positive electrode in a hydrochloric acid soln. of potassium chlorate ; and with 
platinum as positive electrode in a soln. of ferrous chloride. J. Strachan found that iron 
in hydrochloric acid against carbon in a hydrochloric acid soln. of lead tetrachloride has 
an e.m.f. of 0-83 volt. L. Ponci, and J. Thomsen found that iron in a soln. of ferrous 
chloride is negative against carbon in a soln. of ferric cliloride ; S. Czapsky, negative against 
mercury in mercurous chloride ; C. R. A. Wright and 0. Thompson, negative against silver 
in silver chloride, and positive against amalgamated zinc in zinc chloride, or cadmium in 
cadmium chloride. R. Abegg and S. Labendzinsky found for iron in a mixed soln. of 
ferrous and potassium chlorides against N-KCl, HggCla, and mercury : 


FeCla 

. 1-0 

1-0 

0-1 

0-1 eq. per litre 

KCi . 

. 0 

1-0 

0 

1-0 

E . . . 

. 0-760 

0-762 

0-780 

0-792 volt 


A. F. W. von Escher, that iron in a soln. of ferric chloride is positive against zinc amalgam in 
sulphuric acid ; T. Erhard, that iron in a soln. of ferric chloride in negative against indium 
in a soln. of indium trichloride ; and T. W. Richards and G. E. Behr, that iron in a soln. 
of ferric chloride is negative against 0-lN-KCl, HggClo, and mercury ; a similar cell was 
examined by C. A. Lobry de Bruyn ; L. Kahlenberg, iron in O-SA'-FeCls against mercury 
as positive electrode in N-KCl and mercurous chloride. A. Finkelstein lound that iron is 
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negative in a O-OljV-soln. of ferrous and ferric chlorides and 0 02iV-HCI against iV-KCl, 
HgjClj and mercury, and the e.in.lf. of the cell with the following percentage proportions 
of ferric chloride were : 

FeCl., .0 10 20 40 60 80 100 per cent. 

E. . 0-546 0-634 0-530 0-519 0-532 0-518 0-509 volt 


C. K. A. Wright and V. Thompson found that iron in a soln. of fcrroun hroniidr is positive 
against amalgamated zinc in zinc bromide, or cadmium in cadiniuiii bromide. J. P. Joule 
found that iron in a soln. of Hodhun rhlonde i.s negative against j^latinum in nitric acid, or 
copper in copper sulphate ; M. Mugdan gave 0-603 to 0-703 volt for tlie e.ru.f. of a. cell 
with iron in a 0-lN-soIn. of potasgitnn chlondi- with O-lA’-NaCI against A^-KCl, Hg.^Cla, and 
mercury. W. H. Walker and (*o-workers .studied tlie e.m.f. of the cell Ko : KCl : Pt : KCl : Pe. 
M. Mugdan found that against A'-KCl, HgoPl.^, and mercury, iron in a 0-1 A'-soln. of potaa- 
sium bromide is 0-523 to 0-643 * olt ; witli a 0-PV soln. of j)otassium iodide, 0-473 to 0-553 
volt; with a 0-lA"-soln. of potaaminn chlorate^ 0-203 to --()-353 volt ; and with a O-PV'Soln, 
of potaa&mm perchlorate, 0-703 volt. J. St radian found that iron in a soln. of aannoni um 
chloride against carbon in a hydrochloric acid soln. of lead tetrachloride has an e.m.f. of 
0-95 volt; and if tlie ammonium chloride be replai-i-d by zinc chloride, an e.m.f. of 0-73 volt. 

M. Faraday observed that iron in dil. sulphuric acid is negative against iron in the cone, 
acid ; J. P. Joule, that iron in dil. sulphuric a<*id is negative against platinum in nitric 
acid, copper in copper sulphate, or platinized silver in dil. sulphuric acid ; E. L. Nichols 
and W. iS. Fraiikiin, with platinum as positive electrode in a dil. hydroc'hloric acid soln. of 
potassium chlorate ; and with carbon as positive electrode in nitric acid; M. Mugdan, 
that with iron in 0 - 1 N-H 2 SO 4 against N-KCl, HggClg, and mercury, the e.m.f. is 0-553 to 
0-603 volt—C. Fredcnhagen gave 0-625 volt. K. Zup])inger studied the cell with iron in 
sodium hydrosulphide with zinc as negative electrode in a soln. of zinc sulphate ; and 
A. Finkelstein, a cell with iron in a A'-soln. of ammonium sulphide against mercury as posi¬ 
tive electrode in A/-KC 1 with mercurous chloride. F. Braun, and C. K. A. Wright and 
C, Thompson found that iron in a soln. of ferrous sulphate is positive against zinc in zinc 
sulphate or cadmium in cadmium sulphate ; J. J. (Joleman, C. R. A. Wright and C. Thomp¬ 
son, and F. Forster, negative against copper in coj)per sulphate; C. K. A. Wright and 
C. Thomj)son, iron in ferrous sulphate soln. is negative against silver in silver sulphate or 
lead in lead sulphate. H. W. Tbpffer studied cells with iron in a soln. of ferrous sulphate 
with and without ammonium oxalate or sulphate against cobalt as positive electrode in a 
soln. of cobalt sulphate with or without ammonium oxalate or sulphate, and with nickel as 
positive electrode with a soln. of nickel sulphate witli or without ammonium .sulphate or 
oxalate ; A. hinkelstein, iron as negative electrode in N-FeS 04 ^go-inst men-urv in A^-KCl 
with mercurous chloride, and M. Mugdan found with O-lN-FeSO^ the e.m.f. "is 0-623 to 
0-703 volt ; H. Euler, iron in a soln. of ferrous sulphate against iron in a soln. of ferrous 
sulphate and sodium thiosulphate has an e.m.f. of 0-01 to 0-02 volt. T. W. Richards and 
G. E. Belir studied the e.m.f. of cells w-ith iron, and of iron charged with hydrogen in 
A*FeS 04 against 0-1 A-KCi, HgaClgtand mercury. A. H. Bucherer studied the case of iron in 
a sat. soln. of ammonium ferrous sulphah with a few- drops of a soln. of ferric sul])hate against 
iron as positive electrode in l- 5 A’'-Fe 2 (S 04)3 and a few-^ drops of a soln. of ammonium ferrous 
sulphate. J. P. Joule found that iron in a soln. of sodium sulphate is negativ-e against 
platinum in nitric acid, or copper in copper .suljJiate. W. Jrlittorf found that iron in a 
soln. of sodium sulphate is negative against jilatinum in a soln. of chromic acid ; M. Bert he¬ 
lot, iron in a sohi. of H 2 SO 4 4-Na011 against iron in soda-lye has an e.m.f. of 0-295 volt; 
iron in a soln. of NaOH-rNa 2 S 04 against iron in soda-lye, 0-185 volt; and in Na 2 S 04 
41 x 2 ^ 04 , 0’12 volt. M. Mugdan found that the e.m.f. of iron in a O-lA^-soln. of potassium 
sulphate against A^-KCl, HgaClj, and mercury, is 0-603 to 0-703 volt. E. Heyn and O. Bauer, 
and F. FOrster found tlint, a cell w ith iron in A-FeS 04 against A-KCl, HgaClg, and mercury, 
has on e.m.f. of 0-68 volt at 17-5 . R. Ahegg and S. Labendzinsky found for iron in a mixed 
soln. of ferrous and sodium sulphates against A-RCl, Rggt'L? and mercury: 

0-01 cq. per litre 

NQ 2 SO 4 . 0 1-0 0 0 1 1-0 0 0-01 1-0 „ 

0-774 0-785 0-787 0-803 0-795 0-799 0-827 volt 

C. A, Lobry de Bruyn found the e.m.f. of eells with passive iron in a 0-lA-soln. of mixed 
ferrous and ferric sulphates against A-KCl, Hg 2 Cl 2 , and mercury, to be: 

ieS 04 . . . 67-5 48-5 36-0 29-0 1-0 per cent. 

E ... . 0-335 0-357 0-370 0-380 0-460 volt 

W. Broniew-sky found that cells with sfeel in A^-FeS 04 against carbon in manganese dioxide 
had an e.m.f. of: 


Steel 
E . 


0-06 0-24 0-44 0-79 

1-112 1-099 1-097 1-110 


1-12 per cent, carbon 
1-091 volt 


L. Kahlenberg found the e.m.f. of a cell with iron in 0-375iV.reCl3 in ethyl alcohol against 
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iron in 0-3Ar-FeCl8 in aq. soln. to be 0*273 volt; iron in a soln. of 1*4508 gmns. of ferric 
chloride in 77*6 c.c. of nitrobenzene against iron in 0*376A^*FeCl8 in ethyl alcohol =0*909 

volt. 

T. Hawkins studied the case of iron (positive) and nitric acid against sulphuric acid 
and zinc or iron ; M. Faraday, iron (negative) and dil. nitric acid against iron and cone, 
nitric acid ; J. P. Joule, that passive iron in nitric acid is positive against amalgamated 
zinc in potash-lyo ; and H. Buff that iron (passive, or Hiqierficially coated witli oxide) is 
positive against zinc in suljduiric acid, or iron in siiljihuric acid ; F, Pctruschefsky, that 
iron in nitric acid is positive against zinc amalgam in suljihiiric acid ; F. J. Micheli, that 
iron in fuming nitric acid is jKisitive against copper in dil. sulphuric acid. W. Hittorf 
found tliat iron in a soln. of sodium nitrate is negative against platinum in nitric acid; 
M. Mugdaii found that the e.m.f. of a cell with iron in a soln. of potassium 71 Urate against 
mercury in A/*KC1 and mercurous chloride falls rapidiv to zero ; and with O IA -KNO 3 , the 
e.m.f. is 0*443 to 0*583 volt. 

W. Hittorf found that iron in a soln. of potassium cyanide is positive against pilatinum 
in chromic acid ; S. B. Christy gave for soln. with 1, 01, and 0*001 eq. of K(\y per litre 
agpinst A^-KCl, Hg^Ch, and mercury, 0*110, 0*040, and 0*040 volt respectiv ely; M. Mug- 
dan gave for aci'll with iron in 0*1 A'-KCy against a similar electrode, 0*103 to 0*263 volt; 
A. Finkelstein, that iron in A^-KC\ is positive against mercury in A^-KCl and mercurous 
chloride, and that iron is negative in a A'-soln. of poiassitem ferrocyanide or Jcrricyanide 
against mercury in A’-KCl and mercurous chloride ; and analogous cells were studied by 
K\ Heyn and O. Bauer. M. Mugdan obtained A’= 0*543 to 0-603 volt for a coll with iron 
in a 0*lA’-soln. of acetic acid against A'-KCl, HgaCla, and mercury, and for iron in a 0*1 A^-soln. 
of sodiinn acitate, 0*103 to - 0*303 volt. W. Hittorf found that iron is negative in a soln. 
of sodium acetate against iilatinum in chromic acid. W. Hittorf found that iron is negative 
in a soln. of potassium dirhromatc against jilatinum in chromic acid ; M. Mugdan gave 
/<;_0 ir)7 volt for iron in 0* 1 A'-j)otassium dichromate against A'-KCl, HggClg, and mercury ; 
and 0*577 volt for iron in u O lN-soln. of potassium ptnfianyanate against a similar electrode. 
P. Bcclitercff also studied cells with iron in 20 ]H‘r cent, soda-lye wdth jiotassiuiu i)erman- 
ganat(‘ against iron in soda-lye. 

Double liquid cells with an intermediate inert liquid.—^ 'N. K. Dhar examined cells with 
iron in distilled waiir against O lA'-KCl, Hg^Clg, and mercury, with 01A"-KC1 as inter- 
metliary and similar cells w ith 
iron in a 0*1 A’-soln. of poUis- 
Slum chloride ; N. K. Dhar 
and G. ITrbain studied similar 
< (‘lls with iron in a 0 lA'-soln. 
of jcrric Jluoridc. B. Kane 
studied cells with iron in a 
A’-,sf>ln. of hydrochloric acid, 

111 the jiresenco of different 
J iro] lort ions of brucine against 
A'-KCl, Hg-jClj, and mercury, 
with a sat. soln. of }>otassium 
chloride as intermediary. 

F. Streintz found that iron 
in a soln. of ferrous chloride is 
negative against copper in copper chloride wdth w^ater as intermediary ; and piositive against 
zinc in zinc chloride w ith water as intermediary : F. Braun found that iron in ferrous chloride 
is iK'gative against silver in silver chloride with hydrochloric acid as intermediary ; B. Neu- 
niann, that iron in A-F’eCljj is negative against A^-KCl, HggCla*^!^! mercury, with a A^-soln. 
of an indifferent electrolyte as intermediary ; and similarly wdth a A^-soln. of firrir chloride. 

A. R. Dhar and G. ITrbain examined cells with iron in O-lA-FeCls, or in a 0*1 A’-soln. of 
ammonium jcrric chloride^ against 0*1A-Kri, Hg 2 Gl 2 , and mercury, witli 0*1A'-KC’1 as 
intermediary. F. Braun found that iron in a soln. oi Jerrous sulphate, is positiv e against 
cadmium in cadmium sulphate with and without nitric acid as intermediary ; iron is 
negative in a soln. of ferrous sulphate against ('opjier in copper sulphate, or platinum in 
bvdroehloroplatinie acid, with sulphuric acid as intermediary, and also against silver in 
silver nitrate, or lead in lead acetate, wdth nitric acid as intermediary ; B. Neumann, 
that iron is negative in N-FeSO^ against N-KCl, HgjClg, and mercury, w ith a A^-soln. of an 
indifferent electrolyte. F. Haber and F. Goldschmidt found that east or w'rought iron in 
ac idified A'-FeS 04 is negative against 0*1 A'-KCl, HgjCIg, and mercury, wdth a 1 per etmt 
soln. of jiotassium nitrate as intermediary. P. Krassa, W. Kistiakowsky, and N. R. Dhar 
and G. I rbain examined similar cells with a sat. soln. of potassium chloride as intermediary. 
F. Forster, and M. de Broglie examined similar cells with different varieties of iron ; and 

B. Kano found that in these cells the e.m.f. is lowered by the addition of increasing pro¬ 
portions of brucine. N. R. Dhar and G. Urbain studied cells with iron in a O lA -soln. of 
^^umioniuyn ferrous sulphate against 0*1 A'-KCl, Kg^Clg, and mercury, wdth a soln. of potas¬ 
sium chloride as intermediary ; S. Bodforss, a similar cell wdth A'-KCl, HgaClg, and mercury ; 
ftiid K. Iw^ase and K. Miyazaki, cells with iron in ammonium ferrous sulphate against 
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0-12^-KOI Hfi-Clo, and mercurv', witli iV-KCl a« intermediary. Ihe initial nmximum, and 
end values of the e.m.f. were respectively with arrnco iron, 0-716, 0-722, and 0-669 volt, 
with ijolverystals of iron, 0-71«, 0-726, and 0-661 volt, and with single crystals of iron, 
0-704, and 0-728 volt. Tlie i-esiilts are plotted in Fig. 27.1, N. K. Dhar examined cells 
with iron in a O-lN solii. of pota^simn nitrate against 0-17^-KCl, Hg^Cl,, and mercury, with 
0-liV-KCl as intermediary. F. Streintz found that iron in a soln. of/cmc niircUe is negative 
against copper in copper nitrate with water as intermediary; and positive against zinc 
in zinc sulphate with water as intermediary. Ci. Urube examined cells with iron in a 
mixture of potassium ferrocyanide and potassium femcyanid^. with different proportions 
of potassium hydroxide against A^-KCl, Hg^Clj, and mercury, with a sat. soln. of potassium 
chloride as intermediary. N. R. l>har end U. Urbain also examined similar cells with 
O-liV-K^FeCy*, or O-liV-KgFeCya against 01N-K(M, HgjjCl^, and mercur>% with a soln. of 
potas.siurn chloride as inter, cdiary ; likewise also cells with iron in a (^1A-soln. of sodium 
nitropnissidff or potass ' /ii Jerric oxalate^ or ammonium feivic citrate in plaeo of the 
ferroevanide. 

Cdh with fused oxides or salts as electrolyt(S.-^\. W. Jacques constructed a cell with 
molten sodium hydroxide as electrolyte, an iron anode, and carbon catliode. The cell was 
studied by F. Haber and L. Bruner, A. C, Bradley, R. Lorenz, R. Lorenz and h. Kaufler, 
and P. Becht.ereff. P. Beehtereff ob.served that the e.m.f. is a function of the temp., 
such that: 

3 .'??° 413 ® 456 ® 518 ° 551 ® 624 ® 

E.m.f. . 0-623 0-683 0-728 0*784 0-804 0-830 volt 


and the temp, coeff. between 400° and 580° is 0-00097 volt per degree. With a cell with 
passive iron as anode, fused sodiimi hydroxide, against 0-lA^-KCl, IlggLli, and mercury : 

337 ° 307 ’ 418 " 440 ® 552 ® 047 ° 

E.m.f. . 0-288 0-308 0-3t)3 0-378 0-478 0-583 volt 


where the temp coeff. hetMcen 400° and 5.S0" is 0-00089 volt per degree. With active iron 
as anode: 

445 ® .'. 01 ® 536 ® 564 ® 606 ® 618 ® 

E.m.f. . 1-535 1-56 1-575 1-58 1-00 1-61 volt 


E. Baue'r found the (*.iii.f. of cells with molten sodium hydroxide, active iron as anode, and 
silver as cathode to Iw near 1-19 at 350° to 385° ; and with passive iron as cathode, and 
active iron as anode, 1-19 volt at 350°. The e.m.f. of a cell with iron, molten sodium 
hydroxide and sodium was 2-16 to 2-26 volt at 380°. P. Beehtereff gave for a cell with 
carbon as cathode, passive iron as anode, molten sodium hydroxide and selenium as elec¬ 
trolyte, E—0-06 volt, with molten sodium hydroxide and tellurium as electrolyte, E is 
very small, using molten sodium hydroxide w-ith 3 per cent, sodium chlorate, the e.m.f. 
was 0-65 volt at 395° ; A. C. Bradley studied a coll with iron against carbon in molten 
sodium hydroxide and manganese dioxide and for a cell with passive iron, molten lithium 
hydroxide and potassium permanganate agam.st carbon, the e.m.f. was 0-773 volt at 508°, 
and 0-822 volt at 616°. C\ Liebenoff and L. Strasser found the e.m.f. of a cell with iron, 
molten potassium hydroxide, and carbon a.s cathode, to be 0-815-|'0-00105(^ 500°) volt, 

and a cell with iron as cathode, molten potassium liydn)xide, and A^-KCl, Hg.^Cl 2 , and 
mercury as anode, E—0-38 volt at 500°. K. von Hasslinger found that a cell witli iron as 
cathode, platinum as anode, and molten hthiimi or jjotassium chloride as electrolyte: 

Lithium cliloride Pota‘'‘'iuni chloride 

/- ^ - . .--. 

350® 800° 3000® 1100° 850° 0.50® 3 200° 15U0® 

E . 0-68 1-07 0-88 0-77 0-54 U-75 0-81 0-85 volt 


P. Beehtereff found for a cell with iron as anode, carbon as catliode, and molten sodium and 
potassium carbonate as electrolyte, E--0'32 volt at 1100°, and at higher temp, ns the elec¬ 
trolyte begins to boil, the e.m.f. drops to zero. G. Gore studied a similar cell with a molten 
mixture of sodium carbonate, calcium oxide, and silica as electrolyte ; C. P. Shrewsbury 
and co-workers, with molten potassium nitrate as electroljTe ; G. Gore, with molten lead 
chromate as electrolyte ; and P. Beehtereff, with molten cryolite and 10 per cent, alumina 
as electrolyte. 

Cells with an iron electrode in the vapour of salts in flames. —I'lieso were studied by R. von 
Hasslinger. Iron is positive against platinum with 2 N- and 4A^-soln. of lithium chloride 
(E=0-37 and 0-43 volt), and positive against nickel w ith 2A-LiCl (E -011 volt ) : 

LiCl in flanu- LiCl vapour in platinum tube 

-- - . , - ^, 

1 . 550 ® 1400 ® 1000 ® 800 ° 500 ° 

E ... . 0-37 0-30 0-14 0-16 024 volt 

Iron is positive against platinum with 2N- and 4N-8oln. of ammonium chlomh (E=0-29 
and 0*33 volt), and against nickel with 2Ar.NH4Cl (E~0-05 volt), and similarly with 2A^-8oln. 
of ammonium bromide and iodide (E=0-54 or 0*74 volt) against platinum. Iron is negative 
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against platinum with 4iV-soln. of sodium chloride (i7=0-16 volt), and 2N*soln. of potassium 
chloride, bromide, or iodide (i^'=0*32, 0*37, and 0*26 volt). H. J. Blikslager studied the 
electrochemistry of iron electrodes in fused alkali chlorides. R. von Hasslinger observed 
that iron is positive against nickel with 4iN-calcium chloride (ii’==:016 volt), and against 
platinum with 4A'- and 8 A>CaCl 2 (iE7=0*41 and 0-51 volt) with 4A-8olu. of strontium chloride 
(^=0’69 volt); with 2iV*solii. of barium chloride (i^=0*30 volt) ; with 4 A^-soln. of 
ammonium sulphate (A’= 0*43 volt) ; with a 2M-8oln. of lithium salicylate — volt); 
and with a 2 M- 8 ohi. of andine chloride (jfe7=0-28 volt). 

S. J. French and L. Kahlenberg showed that the potential of iron in an electrolyte 
depends on the nature of the electrolyte and on the surrounding gas ; W. Muthmann 
and F. Fraunberger, that the potential of the iron electrode is very sensitive to the 
presence of air ; and J. Stapenliorst, that the longer the time iron is exposed to air, 
tlie more does the potential approach tliat of the noble metils. If two electrodes 
of iron dip in a soln. so that they are separated by a di ipliragin, and if air be allowed 
to play about one electrode, the aerated electrode becomes the cathode and the other 
the anode. These aerated currents were studied by U. R. Evans, and F. Todt. 
Observations were also made by T. W. Richards and G. E. Behr, by R. Kremann 
and H. Breyinesser, and by W. Rathert. G. C. Schmidt observed that the presence 
of nitrogen has no perceptible eSect on the electrode potential, but the potential 
is lowered by hydrogen and increased by oxygen, thus : 

HydroK<‘n Oxygen 

Tune . . 1 45 71 89 155 217 mins. 

Kn . . - 0-535 0-689 - 0-721 -0-744 --0*730 - 0-518 volt 

T. Andrews observed that when opposite poles of two electrically connected 
magnets of approximately equal stren^h are immersed in various soln., the north 
j)ole becomes positive to the south pole. When the soln. were applied to the upper 
ends of the magnets, the north pole was still positive, but the e.m.f. was slightly 
less than before. In both cases the south pole becomes momentarily positive at 
the commencement of the experiment— vide passivity of iron for the effect of 
magnetism on the dissolution of iron in nitric acid. He also found that when couples 
consisting of magnetized and non-magnetized bars, simultaneously, were exposed 
to the action of a soln. of potassium chlorate with nitric acid or hydrochloric acid, 
also nitric, hydrochloric, and concentrated sulphuric acids, the magneto-chemical 
effects were very small. The magnetized rod was the positive element in every 
instance, except when dil. hydrochloric acid and cone, sulphuric acid were employed, 
when the electro-negative effect is possibly due to the presence of nascent hydrogen. 
D. Hurmuzescu observed that magnetized iron is always electropositive to non- 
magnetized iron ; and that the e.m.f. depends on the strength of the magnetic 
field. 

W. Muthmann and F. Fraunberger, and T. W. Richards and G. E. Behr agree 
that the presence of carbon has very little influence on the electrode potential of 
iron —xride supra. C. E. Fawsitt showed that the electrolytic soln. press, is raised 
by roughening the surface of the metal; and polishing the metal was found by 
W. Muthmann and F. Fraunberger, J. Stapenhorst, G. C. Schmidt, A. Speidel, 
H. Eggert, G. Tammann and G. Wilson, and Tl. Endo and S. Kanazawa— vide 
supra—io make the metal baser towards iY-FeS 04 . According to T. W. Richards 
and G. E. Behr, the potential of iron towards soln. of its salts is not perceptibly 
influenced by raising the press, on the electrode to 350,000 kgrms. per sq. cm.; 
and likewise also an iron wire, 0-08 cm. in diameter, which had been subjected to a 
tension of 61 kgrms., suffered no perceptible change. T. Andrews, C. Hambuchen, 
and W. H. Walker and C. Dill also found that the effect of press, and torsion is 
very small; T. W. Richards and G. E. Behr, that iron reduced at a low temp, is 
baser than when the metal is reduced at a high temp., and E. Ileyn and O. Bauer 
found that over-heated iron is nobler than it is when not over-heated. Hard, 
cold-drawn steel, low in carbon, in feebly acidified 0 -liV-FeS 04 , is 0-010 volt nobler 
than the same metal in the annealed state ; and P. Goerens found that the difference 
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decreases as the annealing temp, is raised. H. Endo and 8 . Kanazawa found 
the effect of a slight strain on the potential of iron is masked by other influences, 
but with single crystals a strained electrode is more electropositive than is the case 
with an unstrained specimen. T. Andrews found that metal strained by tension, 
torsion, or flexion is electronegative to the unstrained metal, so that the strained 
metal, pet .s*e, is less liable to corrosion than the unstriiined metal. I. Lifschitz 
and M. Rej^giaiii studied the Recqiierel effect 10 . TiH, 1 . with iron. 1. h, Russell 
estimated that the cold-working of iron wherein t-b per (“ent. is converted into the 
vitreous phase, causes an increaseof potential energy eipiivalent to 2*27cals.per gram, 
or 9 * 49 x 10 ’^ ergs, on the assumption that the sp ht. of crystalline and vitreous 
iron are the same. T 1 means that the e.m.f. generated when cold-worked steel 
is one electrode and unworked steel the other, will be 0‘(X)0275 volt, or 0*(XX)275x 10® 
ergs— supra, cold-working. (C Tammann and (\ WiLoii found that hard 
iron is baser than soft metal; (tI Tamm.inn, that the rate of deposition of radium-F 
• is greater for the hard metal than for the soft metal ; and the rate of dissolution 
of iron in acids is augmented by cold-working. 

According to R. Ru^i, the cell Fe (passive) ; nN 03 (sp. gr. 1*4): H 2 SO 4 (60 
per cent.) : Zn has an e.m.f. of 1*62 volts ; and if an alternating current be applied, 
the e.m.f. rises to 1*95 volts, and if the alternating current be raised to 3 amp., 
no other change occurs. The original potential is restored by removing the applied 
alternating current. The cell Fe (passive) : H 0 SO 4 (10 j)er cent.) : H 0 SO 4 (66 ]>er 
cent.) : Zn lias the iron passivated by a direct current of 0-5 am])., and the cell 
gives an e.m.f. of 2-85 volt, and by the simultaneous application of an alternating 
current of 1 ampere, the iron is activated, and the e.m.f. falls to 0*67 volt. 
J. r. Ghosh found that an alternating current does not change the })otentiul of iron 
in the colls Fe : ZnS 04 : Hg, Fe : ZnSO^ : Ft, and Fe : (VlSOj : llg. P. Vaillant 
observed that an alternating current acting on the (“cll -pFc (small electrode) : 
NaCl; Fe (large electrode), makes the small electrode ])ositive and the large 
electrode negative, and increasing the strength of the current makes the e.m.f. 
pass from a i)Ositive to a negative value A. J. Allinand and R. if. D. Barklie 
compared the corrosion of iron by direct and alternating currents. The moto- 
electric effect, that is, tiie current produced in a short-circuited cell, consisting of 
two similar electrodes, in the same electrolyte, hy the movement of one of them was 
discussed by A. H. J^ucherer, W. Kistiakowsky, H. (\ Regnart, ami W. J. Muller 
and K. Konopicky. 8 . Procopiu measured the e.m.f. of a moving electrode of iron 
in water, 0 - 2 A-H 2804 , and 0 - 2 A"-HN() 3 , and found respectively 0-052, 0-062, and 
0-072 volt. According to E. Bouty, if one of two electrodes in a ferrous or ferric 
salt soln. be heated, an e.m.f. is developed— 0-000002 volt per degree with the former, 
and 0-00156 volt per degree with the latter— which is smaller with the ferrous than 
with the ferric salt soln. C. E. Mendenhall and L. R. Jngersoll found that small 
globules of iron in Nernst’s glower move against the current. 

When two similar electrodes are placed in a salt soln., and one electrode is 
placed in a magnetic field, an e.m.f. is developed. A. H. Burherer, W. Rathert, 
and T. W. and W. T. Richards attributed the phenomenon to changes produced in 
the concentration of the electrolyte. T. Gross showed that with cone. soln. of 
ferric chloride or nitrate, or an acidified soln. of ferrous chloride or sulphate, an 
e.m.f. is developed if magnetized and non-magnetized iron electrodes are employed, 
and the e.m.f. and direction of the current re the same whether the north or the 
south pole of the magnetized rod of iron dips in the soln. PI L. Nichols and 
W. 8 . Franklin showed that if both electrodes be magnetized, one more intensely 
than the other, a current flows from the more strongly magnetized, electrode to the 
other electrode. Observations were also made by G. 0 . 8 quier. T. Andrews 
found that the direction of the current is different with different soln. The 
magnetized pole is positive with soln. of cupric sulphate, nitrate, acetate, chloride or 
bromide, nickel chloride, ferrous sulphate or chloride, mixtures of nitric acid with 
ferric cldoride alone or mixed with potassium dichromate with or without ferric 
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chloride, mixtures of potassium chlorate with nitric or hydrochloric acid, aqua 
regia, a mixture of a soln.of potassium bromide and bromine; the current flows from 
the non-magnetized to the magnetized electrode, and with sulphuric or hydrochloric 
acid, the current flows in the reverse direction. D. Hurmuzescu said that with 
oxalic acid, the magnetized electrode is positive A. H. Bucherer found that with 
magnetized and non-magnetized iron electrodes the e.m.f. at 18° with 18 iV-Fe 2 (S 04)3 
was 0*068 volt; with l* 5 iV-FeCl 3 , 0*005 volt; with biV-HNO^, 0*028 volt* with 
A-KCIO 3 and 2 iV-HN 03 , 0-002 volt ; with 0 * 2 A-H 2 S() 4 , 0-0(X>8 to 0*001 volt; 
and 0 * 2 iV-CuS() 4 , 0*014 volt. T. Gross observed a current of short duration first 
flowing from the non-magnetized to the magnetized electrode , H. A. Rowland 
and L. Bell called this the primary current, and A. H. Bucherer thought it was 
due to the shaking of the electrode. E. L. Nichols and W. 8 . Franklin found that 
the e.m.f. of the cell Fe (magnetized) : (K 2 (V./) •( H 2 SO 4 ) : Pt increases with 
increasing field strength, H gauss : 

H . 2,000 3,000 7,770 8,400 12,750 16,3(X) 19,700 

E.m.t. 0-0008 0-0045 0-0386 0-0424 0-0487 0 0510 0-0080 volt 

Observations were also made by D. Hurmuzescu, and P. Janet, and E. Staicu. 
F. Staicu also showed that the e.m.f. is greater, the smaller the concentration of 
the iron salt soln. used as electrolyte; thus, with field strengths of 4700 and 5750 
gau^s, the e.m.fl. developed with 9*88 grms. of FeCl 3 per 1(X) c.c. of water are 
res])ectively 0*0276 and 0*0302 volt, and with a soln. of 0*988 grin. ])or 100 c.c. of 
water, resjiertively 0*03609 and {)*()1()59 volt. T. W. and W. T. Richards found 
that with the a})plication of a magnetic field for 20 secs., the e.m.f. of the cell 
- Fe : l* 02 iV-FeSO 4 : iV-KCi, Hg2(32 • k about 0*001 volt; and if the iron 
IS charged witli hydrogen, the fall of the e.m.f. is greater, and is nearly proportional 
to the intensity of the magnetic field. The jihenomenon was discussed by 
A. H. Bucherer, P, Jluhem, Jl. Hurmuzescu, W. Rathert, and T. W. and 
\V. T. Richard^. (\ Maurain discussed the magnetic properties of iron in the act of 
(lej)osition ; and 0. M. Corbino, the polarization of colloidal iron in a magnetic field. 

From W. Nernst's formula, E -'—(RT log (F/p), where p is the osmotic 
])ress. of the metal ions, and F is tlie solution pressure—1. 16, 3—if E is zero, p—P. 
For a concentration iFe’*l 1, and if the osmotic press, p—22 atm., and F—0*153 
volt, then 0*153 - .J X0*059 log (F/22) for Fe—Fe”, or, at 18° the soln. press, is 
3-3\10<^ atm. ; and similarly for Fe^^Fe”’, at 18^ the soln. press, is about 1*4 atm. 
Metallic iron thus behaves as if it were an alloy of ferrous and ferric iron with soln. 
press, m the ratio 1 : 10 The soln. jiress. can also be regarded as a measure of 
the tendency of the two ions to give up their charges. This tendency is very much 
greater with ferric than it is with ferrous ions. It can also be regarded as 
representing a tendency of the ferrous ions to acquire an additional charge. R. Abegg 
and G. Bodlander discussed the affinity of these ions for electric charges, and 
observed that the electroaflfinity of ferrous ions is far greater than that of ferric 
ions ; and K. Schaum said that of the two forms of ions, ferrous ions are the stronger. 

The work involved in the production of the different stages of oxidation of iron 
can lie calculated from the preceding formuhv. In an electrolytic cell, both ferrous 
and ferric ions can lose their charges at the cathode, or the ferric ions can be reduced 
to ferrous ions ; and at the anode, Fe”-ion.s can be oxidized to Fe’”-ions, or with 
an anode of iron, iron can produce Fe”-i()ns, or Fe‘”-ions. In order that these 
changes may occur, the electrode must not only be charged with a definite quantity 
of electricity, but it must be also charged to a iiiiniinuin potentiah If an iron wire 
dips into a soln. of ferrous ions of unit concentration, the electrode -0*43 volt 
when the system is in a state of equilibrium; but if the wire is polarized by a 
positive potential, it follows from Fh- --0*43-fJ X0*058 log [Fe'‘J volt, that this 
corresponds with a higher cone, of the Fe”-ions for equilibrium, and accordingly 
Fe”-ions pass into soln. ; and conversely, if the iron receives an additional negative 
potential, Fe‘’-ion 8 will be discharged to form metallic iron. Consequently, if 
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iron is to be deposited from a buIu. of a ferrous salt, the potential of the cathode 
must exceed that value below which iron passes into solii. This subject was 
discussed by F. Forster, and H. Lee. Remembering also that the potential for the 
change Fe^Fe*’ is —0-43 volt, and for Fe^Fe’", —0-04 volt, it follows that ferric 
ions have a greater tendency than ferric ions to form iron. Hence, in a mixture of 
ferric and ferrous ions it might, at first sight, be assumed that on electrolysis, the 
first change to occur will be Fe*“->Fe. Actually, it is easier to reduce ferric to 
ferrous salt: Fe"'->Fe'’, because less work is required for the “distribution” 
of the positive charges. When the process has continued long enough, and 
the ratio [Fe***] : [Fe“] corresponds with 0-75+0-058 log [Fe’'‘]/[Fe”] —“0*04 
+J0*058 log [Fe*‘’J, the work required for both changes is the same. This condition 
is satisfied when nearly all the ferric ions have been converted into ferrous ions. 
When the cathodic reaction Fe'‘'->Fe“ is about completed, and the ratio [Fe**’] : 
[Fe**] is favourable for the discharge of the Fe**>ions, it is necessary to raise the 
cathode potential in order to keep the process continuous, and it thereby attains 
a value which also favours the direct reduction of the ferric ions to the metal. 
Hence, all three reactions -Fe* ■->Fe**, Fe**~>Fe, and Fe**'->Fe—-can take place 
simultaneously ; but since the concentration of the Fe*’ -ions is very small, the 
work done at the cathode is virtually all expended in reducing the ferrous ions to 
the metal. C-onsequently, in the electrolytic deposition of iron it is best to work 
with a soln. of a ferrous salt. V. Kohlschiitter and H. Stager studied the anode 
reactions ; and A. P. Rollet, the electrode reactions of iron in sulphuric acid, and 
alkali-lye under the influence of an alternating current, and noted that the electrodes 
are alternately covered with oxide and with powdery metal. 

According to R. S. Lillie and S. E. Pond, an electric current corresponding with a 
potential of 10 volts flowing across a caoutchouc membrane of thickness 40^ interposed 
between two electrolyte soln., one of which is a mixture of ferrous chloride and potassium 
thiocyanate, causes oxidation of ferrous to ferric iron at the surface of the membrane 
facing the cathode. 

According to E. J. Mills, when iron is deposited electrolytically on the bulb of a thermo¬ 
meter, a pressure, wliich has been called electrostrtciion is exerted, so that the bulb of the 
thermometer contracts. The phenomenon was studied by E. Bouty, who foimd that 
when first deposited, the film of metal may have a higher temp, than the electrolyte, and 
as the metal cools, it will contract and exert a pressure. In some cases there is a cooling 
effect, so that the metal immediately after deposition is heated, and expands. This subject 
was discussed by V. Kohlschiitter and E. Vuilleumier, V. Kohlschiitter and A. Nageli, 
V. Kohlschiitter, G. G. Stoney, R. H. T>. Barklie and H. J. Davies, and H. Stager— vide 
nickel. 

The minimum cathode potential for the electrodeposition of iron is not the same 
with different soln. In the presence of other metal ions, the result depends on 
the cone, of the Fe‘*-ions, and on that of the H'-ions. Complex salts may be formed 
in the soln. which, when neutral, produce so small a proportion of ferrous ions that 
there is no electrodeposition. Thus the iron may not necessarily be cathodically 
precipitated from normal acidic molar soln. of ferrous chloride. The electrode 
potentials of the reactions Fe**->Fe and 2H*-^H2 are, respectively, —0*43 and 0*0 
volt. So little work is required for the separation of gaseous hydrogen that it is 
given off at once from the cathode, the cone, of the H’-ions is not much impoverished, 
and with high current densities it is scarcely possible to make the cathode potential 
as negative as is required for the deposition of iron : Fe”-»Fe 2 . From the relation 
—0*43+i X0*058 log [Fe”] — 0*0-|-Jx0*048 log [H']2, it follows that when the same 
work is involved in the separation of iron and hydrogen from molar soln., 
[H']=3*8x 10“^. H. F. Haworth discussed the resistance of soln. of ferric chloride 
with an alternating current. S. Glasstone found the deposition potential of iron 
from normal soln. to bo: 

i:>‘‘ 3(1’ 70* 00* 

Potentiel . . -O-OS - 0-55 —0-40 - 0-4G —0-40 

Dvervoltage . . 0-22 0-09 0 03 nil nil 
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The reversible potential of iron in jV-solu. of a ferrous salt is probably -0*46, as 
found by W. H. Hampton, so that at teni}>. of about lif iron may be deposited 
almost reversibly. 

The hydrogen overvoltage of iron was discussed by J. N. Pring and J. R. Curzoii, 
and C. W. Bennett and J. 0. Thompson. As with most metals, electrolytic hydrogen 
does not develop with the potential of H* H 2 . because there is an overvoltage 
effect, which W. A. Caspar! found to be volt for smooth iron in a soln. 

of sodium hydroxide. If the overvoltage effect is independent of the electrolyte 
and the current density, the above relation becomes 0 * 43 +J x 0-058 log [Fe“] 
—0*0+1x0*058 log [H'j2—0*08, so that the same work is required for the separa¬ 
tion of iron and hydrogen from a molar soln. of ferrous chloride with a H’-ion 
concentration of 0*9xl0~7. This is nearly the same as for a neutral soln. which 
approximates to 0*74 X lO""*^, and this means that hydrogen is also given off when a 
neutral soln. of ferrous chloride is electrolyzed. A. Coehn and K. Dannenberg 
gave J5 'h=—- 0*03 volt for the overvoltage of hydrogen in A^-KOH. H. G. Moller 
obtained —0*23 volt; G. Carrara, —0*21 volt; M. Centnerszwer and M. Straumanis 
gave —0*28 volt at 20^ ; E. Newbery, —0*30; and A. Thiel and W. Hammer- 
schmidt, - 0*17. F. Forster, and 0. Mustad studied the effect of the H’-ion 
concentration in hydrochloric and sulphuric acid soln., and of additions of 
ammonium chloride, sodium hydrocarbonate, and boric acid. A. Thiel and 
E. Breuning gave for iron etched with sulphuric acid at 25°, and in 

JV-KOH iV-NaOH 1 ;nY-L10H iV-KHgPO^ oiV-KCaHaOa 

Overvoltage . 0*075 0087 0056 0*121 0*176 0*127 

The two alkali acetate soln. were mixed with 2iV-acetic acid. E. Newbery obtained 
the cathodic overvoltages Eh milliamps. in A^-H 2 S 04 , and A^-NaOH at 15° with a 
current density D : 
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V. { \ Tainton found that a high current density 

increases 

the hydrogen overvoltage 


of the iron cathode. A. L. McAulay and co-workers found that when there is no 
sensible concentration of the ions of an iron electrode in a soln., and when the 
electrode is not covered by an oxide film, its potential is determined by the H'-ion 
concentration if its hydrogen overvoltage is positive to the deposition potential 
which it would have in a soln. of the order of O-OOIA' of its own ions. When this is 
not the case, the potential is controlled by the concentration of the anions, probably 
acting through a film of electrolyte in contact with the metal and with a concentra¬ 
tion of the iron-ions of the order 0*0001A^. G. R. Hood and F. C. Krauskopf 
studied the hydrogen overvoltage in connection with the efficiency of the electrolyte 
reduction of aq. soln. of potassium chlorate. 

M. Knobel and co-workers found for 2 A"-H 2 S ()4 a 1 25^: 

• . .0 I 5 10 100 200 ,500 1500 

. . 0-2026 0-4036 0*5024 0-5571 0-8184 0-9851 J 256I 1*2908 

M. C’entnerszwer and M. Straumanis found that with a current density of 0*075 amp. 
per sq. cm., the overvoltage is independent of the current density. Observations 
the overvoltage, and the iron catliode were also made by S. Glasstonc, 
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N. Koboseff and N. L Nebrassoff, H. L. Lochte, H. L. Lochte and R. E. Paul, 
E. Newbery, and M. Bodenstein. S. Glasstone found that when an alternating 
current of 0*10 max. amp. is superposed on a direct current of 0-12 amp., the over¬ 
voltage in A-NaOH is 0-64 to 0-66 volt, and in iV-H 2 S 04 , 04)7 to 0-71 volt. The 
overvoltage may he augmented in the presence of some organic substances. 
A. Sieverts and P. Lueg observed that the overvoltage of iron in acid is very little 
affected by the presence of a-naphthaquinone ; the ether-soluble, basic constituent 
of crude anthracene increases the overvoltage. No connection was observed 
between the retardation of the rate of dissolution in acid, and the overvoltage, but 
it is assumed that the “ poison ” is adsorbed on the metal surface, and reduces the 
amount of metal accessible to the acid. L. G. Knowlton found the overvoltage in 
2 A^-H 2 S 04 sat. with aniline is 0*05 volt higher than with the acid alone; 
E. L. Chappell and co-workers observed the overvoltage with different kinds of 
iron ill A-H 0 SO 4 is augmented by the addition of quinoline ethiodide vide Figs. 
275 and 276, corrosion ; and .1. C. Warner found that the addition of gelatin raises 
the overvoltage. U. Sborgi and G. Cappon, and G. Carrara found that in an 
alcoholic solii. of A-KOH the overvoltage is 0*23 volt, and with a methyl alcohol 
soln., 0-26 volt at 19'^ to 20 '^. 

According to A. Coehn and Y. Osaka, an iron wire dipping in xY-KOH gives a 
current-voltage curve corresponding with an oxygen overvoltage of 0-24 volt. 
E. Newbery found that with a current density, Z>, in A'-H 2 H 04 and iV-NaOH, at 15'’, 
the oxygen or anodic overvoltages are : 
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The asterisk means that the metal became passive. Observations were also made 
by 8 . Glasstone, and F. Meunier. If a direct current of 0*12 amp. has superposed 
an alternating current of 0*07 to O-IO amp., the oxygen overvoltage in xV-Na()H is 
0*52 to 0*54 volt, and in iY-H 2 S 04 , 0*62 to 0*74 volt. L. W. Haase found that 
the oxygen depolarization current varies with the illumination of the system iron- 
platinum with water or a dil. soln. of potassium chloride. U. Sborgi and G. Cappon 
found that the anodic behaviour in ethyl alcohol soln. of ammonium and calcium 
nitrates sliovv that it is passive at all temp, and current densities employed. 
R. A. Dengg and 11. J. Donker measured, with inconclusive results, the yjolarization 
of different types of iron and steel in 0 -liY-KCl and 0-1 JZ-iv^CO^. W. M. Thornton 
and J.' A. llarlc, and K. Georgi studied the anodic corrosion of iron ; and 
A. J. Allmand and K. 11. 11. Barklie, the effect of filternating curnmts on the 
electrolytic corrosion of iron. J. W. Shij)ley and V. F. Goodeve found that in the 
electrolysis of a soln. of sodium hydroxide with iron electrodes and an alternating 
current the critical density of 3*8 amp. ]>er sq. cm. must be exceeded before 
gas is evolved ; with steel electrodes, the critical density is 4*5 amp. }>er sq. cm. 
A. P. Kollet studied the anodic behaviour of iron in acidic or alkaline soln.; and 
R. T. Diifford, the j)hotovoltaic effect with cells containing an ethereal soln. of 
Grignard’s reagent and iron. 

A. Giuither-Schulze studied the ele<5trolytic valve action of iron in fuming 
sulphuric, acid. With an anodic current density of 0*003 ani]). per sq. cm., and 
60 per cent, sulphuric acid, the valve action appears, and with 75 per cent, sulphuric 
acid the valve action gradually changes into passivity ; and witli higher concentra¬ 
tions, the valve action is stable. Alternating currents are rectified by the iron under 
these conditions. A layer of oxide is formed. The rectification in 89 per cent, 
sulphuric acid at 0 ° is equal to that with aluminium. W. Winter observed that the 
rectification occurs in dil. soln. of sulphuric acid, and potassium hydroxide; it is 
only slight in hydrochloric acid, and does not occur in nitric acid. One per cent, 
sulphuric acid was found by W. Holtz to exert a small valve action. 
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According to A. Giintlier-ISchulze, with ])olariziiig iron anodes <uid a constant 
current, and with sulphuric acid of less cone, than 50 per cent, tlie iron is only 
rendered passive, hut above 60 per cent, and a current of 3 millianip, per sq. cm., 
valve action occurs before the metal becomes passive. The electrolytic valve action 
below 75 per cent, concentration of acid is unstable and slowly changes to passivity, 
but at higher concentrations is stable. The maximum potential varies according 
to the concentration of the acid between 40 and 70 volts. Below the maximum 
potential the residual current whicli flows through the cell is very small. Iron, both 
in cone, and in fuming sulphuric acid, has, Iik(‘ aluminium, the property of partially 
transforming an alternating current into a direct current. The electrostatic capacity 
of the active layer formed on iron is of the same ^>rder of thickness, and depends on 
the water-content of the sulphuric acid in the same way as does that on aluminium. 
1. Lifschitz and M. Reggiani found the valve action is redu(;ed by illumination. 

F. Marx described an iron accumulator with two iron negative electrodes, and an 
intermediate porous carbon block as positive electrode ; the electrol}d^e is a hydro¬ 
chloric acid soln. of ferric chloride, which is reduced by the discharge and oxidized 
by the charge. The Akkumulatoren Werke tried the cell with an iron electrode, 
alkali-lye, or a soln. of sodium carbonate, potassium dichromate, or })hosphoric 
acid, and an electrode of ferric oxide ; and A. V. T. Tully, iron in a soln. of ammonium 
chloride, and carbon in nitric acid or bromine water. R. Hardy studied the 
screening effect of ferrous hydroxide on the iron anode. 

Several measurements have been made of t he decomposition VOltagC of ferrous 
salt soln. The current-potential curves of the.se soln. show a break corresponding 
with the dec<unposition voltage. The catiiode }>ot(‘ntial does not show such a 
break, because hydrogen is evolved sitnultaneously witli the iron. The minimum 
voltages required for the separation of iron from ferrous salt soln. were found by 
F. W. Kiister to be : 
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and for 0 -lA-FeS ()4 with O-OlA-H 2 vS 04 the values for foil and wire cathodes arc 
respectively 0*683 and 0*747 volt, and with no acid, 0*648 and 0*673 volt. Hence, 
iron is deposited on the foil before it is deposited on the wire. G. Coffetti and 
F. Forster tried the effect of gradually im-reasiiig the current density amperes 
per sq. cm. at the cathode in the electrolysis of A" FeS() 4 , time constant. The 
voltage, at which iron and hydrogen an* sinmltaneoiisly formed, and tin* current 
yield are as follow : 
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Observations were also made by G. Coffetti and F. Forster, AV. A. Noyes, C. Marie 
and N. Thon, F. Meunier, and A. Smits and A. H. W. Aten. E. Muller and 
J. Janitzki studied the effect of rubbing on the potential in soln. of acids, bases, 
and neutral salts; E. 8. Hedges, the perio<lic electrodeposition of iron from soln. 
of potassium ferrous cyanide; V. Sihvonen and G. Kerkkanen, the effect of a 
magnetic field on the electrolytic potential; and U. Sborgi, on the anodic behaviour 
of iron. 

A. F. W. von Escher found that in the electrolysis of a soln. of zinc and ferrous 
sulphates in equal proportions, the alloys deposited at 18°, and at 90° with small 
^ _ current densities consist principally of 
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Fig 274.--^Tho Effect of Currei^^^ at about 0*020 amp. per sq. cm. 

the Simultaneous Deposition of Zino and Iron, o . v f xf- i- ^ 

o, Glasstone studied tins subject; 

W. H. Creiitzfeldt, the deposition of iron from soln. of copper and iron salts ; and 

J. Prajzler, the simultaneous deposition of iron and other metals related to iron. 

F. Forster concluded that small quantities of zinc, like hydrogen, exert a 

retarding influence, and since cathodic polarization varies here with the current 
density similarly to anodic polarization, F. Forster speaks of cathodic polarization 
— vide infra, passivity. The phenomenon was discussed by G. Grube, and A. Smits. 
The polarization of iron electrodes was studied by M. le Blanc, h\ Forster, 

K. Vogel, E. Liebreich, A. Smits and A. H. W. Aten, and C. M. Gordon 
and F. E. dark. G. Grube observed that whilst anodes of nickel, cobalt, copper, 
gold, and platinum do not become polarized when ferrocyariide in alkaline soln. 
is electrolytically oxidized, anodes of iron, nickel copper, cobalt, lead, and silver 
become polarized in a neutral soln. of potassium ferrocyanide and ferricyanide, 
and anodes of iron, lead, silver, and zinc become polarized also in alkaline soln. 
of these substances. In all these cases there is evidence of the formation of a 
surface film of oxide, and it must be assumed that in these cases the oxidation 
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of the ferrocyanide is effected by the intermediate formation of peroxides. Since 
at electrodes of gold and platinum in neutral and alkaline soln., at electrodes of 
nickel, cobalt, and copper only in alkaline soln., of potassium ferrocyanide and 
ferricyanide oxidation of the former salt takes place at the same potential and 
with the same velocity, it is improbable that the passivity of these metals is due 
to a layer of oXide ; it is probably due to the effect of the oxygen charge of the 
electrode in retarding the liberation of cations from the metal. It is shown that 
an electrode immersed in alkaline ferrocyanide-ferricyanide soln. becomes more 
fully charged with oxygen than in neutral soln., and this explains the greater 
passivity in alkaline soln. In the case of iron, the oxygen charge does not com- 
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pletely hinder the liberations of Fe '-ions from the metal, and therefore there is 
the possibility of the formation of a surface film of oxide on the anode. 

W. J. Muller observed that iron dissolves anodically at all current densities 
without measurable polarization; and that the current-voltage curves of iron 
anodes show that the passive state is preceded by the formation of a film of a basic 
salt or hydroxide of iron which causes a local increase of current density^ and the 
high current density inaugurates the passive state. According to E. Liebreich, 
during cathodic polarization, the charged hydrogen first formed at the cathode 
is absorbed either by the metal or by the solution, leaving a film of solution con¬ 
taining an excess of hydroxyl ions which react with the metal to form basic salts 
or hydroxide ; as the polarization increases, the increasing quantities of hydrogen 
produced reduce these salts again to metal, after which the hydrogen is evolved 
in bubbles. 

F. Forster, and H. Lee found that the yield is increased by raising the temp. 
M. M. Tichwinsky, also, found that 0*3 volt more is required for the separation 
of iron from a soln. of ferrous sulphate in darkness than in light. T. Benedicks 
and E. Sundberg found that the potential of a carlion steel is affected by light 
provided that some ferric ions are present. A plioto-cell was constructed by means 
of two strips of stainless steel, since, when immersed in a soln. of ferrous sulphate, 
light increases the value of the electrode potential, making the steel slightly more 
basic. 

A. Finkelstem measured the current-voltage curves at the anode for soln. of 
ferrous salts, and the results are shown in Fig. 275 ; and for soln. of feme chloride 



Fig. 275.--Curront-Voltago 
Curves for Ferrous Chlo¬ 
ride Solutions at the 
Anode. 



Fig. 276.—Current-Voltage 
Curves for Feme Chloride 
Solutions at the Cathode. 


at the cathode, in Fig. 276. The breaks in the curves with O-liV-, 0-01A-, and 
O-OOlA-FeCls occur respectively at £n=0-82, 0-79, and 0*75 volt. The soln. 
wore all 0*1 A- with respect to hydrochloric acid. The current, C, is expressed 
m arbitrary units. A. h’inkelstein said that the break occurs at the cathotle when 
the iron itself separates in the ferric state; and this very quickly is reduced to 
ferrous iron, which then dissolves in the ferrous salt soln .—^nde infra, passive iron. 
A. Finkelstein also determined the e.m.f. of iron electrodes agamst various soln., 
and observed that the addition of potassium cyanide to the soln. greatly lowers 
the e.m.f.; and in soln. of mixed ferrous and ferric salts, the e.m.f. decreases as 
the ferrous salt is replaced by ferric salt. C. Fredenhagen discussed whether at 
the electrode during the electrolysis of ferrous or ferric salt soln. (i) a direct change 
Fe*’ 1 (€)?=^^Fe’*' occurs, as supposed bv A. Finkelstein, or (ii) whether the action 
involves the secondary changes FT’ (c) H, or 201T' [ 2(6) H/) | O, and sub¬ 

sequently 2K-| 2Fe“*- 2Fe ■ | 2H', or () | Fe | HoO Fe*’ | 20Tf'. According to 
R. Abegg and J. Ncustadt, the potential of ieirous and ferric salts dissolved in 
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pyridme is constant, sllo^\l^g that the change is direct Fe 4 (e)- te . Ill the first 
case, the speed of the electrical change depends on the diffusion of the iron salts to 
the electrodes, and in the second case, on the speed of the chemical reactions as well. 
The speed of the chemical reactions arc very great, so that the speed of the electrical 
change depends only on the rate of diffusion. Z. Karaoglanoff observed that the 
rate of reduction of a ferric salt liy electrolysi.s depends on the rate at which ferric 
ions can be changed into ferrous ions at the electrode, and on the rate at which 
ferric ions can diffuse into the layer of soln. in contact with the electrode. In a 
soln, which is not stirred, convection also occurs; owing to the changes of com¬ 
position and density in the soln. near the electrode, convection currents are pro¬ 
duced which tend to keep up the concentration of tlie ferric ions at the electrode. 
The same considerations hold good for the oxidation of a soln. of a ferrous salt. 
The time t during which a current C must flow in order to diminish the concentra¬ 
tion of ferric or ferrous ions at the electrode to such a value tlmt hydrogen (or 
oxygen) is evolved in a soln. of concentration c, is given by CVt=kc, where k is 
a constant which is proportional to the square root of the diffusion coefficient 
of the salt. This formula is shown to hold good for ferrous and ferric salts so long 
as the current is not too small. For very small currents, convection at the elec¬ 
trode suffices to maintain the concentration of the ferrous ions above the limit 
at which gas is evolved. The })otential of the electrode during the period in which 
the concentration of the iron salt is diminishing is also measured, and the curves 
obtained are found to have the general form required by the assumptions that the 
loss of ferric ions at the electrode is being replaced by diffusion, and that the relation 
between the potential of the electrode and the concentration of the soln. is given 
by R. Peters’ formula : where x denotes the fractional 

part of the iron which is present as ferrous salt. T. Graham’s experiments show 
that ferrous and ferric ions diffuse at about the same speed. 

In the electrolysis of iron salts, the acidification of the soln. lowers the yield, 
and unfavourably influences the nature of the deposit. Neutral soln. give the 
best results ; but, as shown by G. Coffetti and F. Forster, and A. Ryss and A. Bogo- 
molny, with the discharge of IP-ions at the cathode, there is a tendency to form 
some ferrous hydroxide which oxidizes easily, and is apt to spoil the deposit. It 
is therefore advisable to add to the electrolyte some substance which hinders the 
precipitation of the hydroxide, and forms complex iron-ions. A. Classen, B. Neu¬ 
mann, and K. F. Smith recommended forming complex citrates, tartrates, or 
oxalates for the electrodeposition of iron for analytical purposes, but ordinary 
chemical processes are usually more convenient for the determination of iron. 
F. Braun discussed the electrostenoljrsis of uon—nide cobalt. 

According to A. Skrabal, two kinds of iron are produced by electrolysis. Type-.4 
is white, compact, and very hard, and it is obtained by electrolyzing a soln. of a 
ferrous salt with an iron anode, and small current density ; while type-R is greyer 
in colour, less compact, and softer than type-^ ; it is produced when a platinum 
anode with a large current density is employed, and a soln. of a complex ferrous 
salt. By varying the conditions between these two extremes, intermediate types 
may be formed. By electrolyzing a soln. of ferrous ammonium sulphate with a 
platinum cathode, an anode ai electrolytic iron, and an e.m.f. of about 0-4 volt, 
the deposit is silvery white and sometimes crystalline. It dissolves slowly in 
warm, dil. sulphuric acid, «nd rusts in moist air. Sometimes specimens are obtained 
which are scarcely attacked by acids or halogens. Type-^ is alw«ivs hard, and 
it usually scratches glass; it is also brittle, but it loses these qualities when it is 
heated to redness. When the iron is exposed to air, it slowly loses occluded 
hydrogen, and more rapidly when it is immersed in hot water. This loss of 
hydrogen does not diminish its hardness and brittleness. A. Skrabal thinks that 
iron of type-A is y-iron, and it is therefore unstable at ordinary temp. When 
heated, it changes into stable a-iron which is soft. It cannot be hardened by 
heating and sudden quenching, owing to the high temp, at which y-iron changes 
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into jS-iron. The presence of large quantities of hydrogen is attributed to the 
greater solvent action of y-iron, which is known to dissolve carbon much more 
readily than adron. H. Lee, F. Haber, and others have studied the hydrogen 
content of electrolytic iron —vide infra, action of hydrogen. W. J. Muller and 
K. Konopicky discussed the residual current; and A. M. Hasebrink, the electrolysis 
of a soln. of potassium nitrate with iron electrodes. 

About 1820, T. J. Seebeck ^ first observed that heat could be transformed 
into electrical energy the so-called thermoelectric force —without the intervention 
of a liquid, and he arranged a number of metals and alloys in the order of their 
thermoelectric effects; he also noted that changes in the order occurred as the 
tentp. was gradually raised, but J. (himming had also observed that when wires 
of copper, gold, etc., were gradually heated in contact with iron, the current 
generated rose to a maximum, fell off, and was reversed at a red-heat. F. T. Trouton 
observed that a thermoelectric current is produced in iron and steel by a moving 
source of heat, for if an iron or steel wire be heated to redness at any one point of 
its length, and the source of heat, such as a Bunsen flame, be moved along, an 
electric current is set up in the direction in which the flame travels. By means of 
clockwork the flame can be caused to move continuously, and a continuous circuit 
obtained. There are, however, no signs of e.m.f. in the circuit until the recalescent 
point is passed ; then re-glow takes place behind the moving flame and the cooling 
effect in front. This thermal difference is thought to be an effect of the resultant 
e.m.f., for it ceases when the flame ceases to move, and is absent in those metals 
where recalescence does not occur. Hot iron is thermoelectrically negative to 
cold iron, but at th(‘ critical point a large increase in the e.m.f. is suddenly developed. 
11. Tomlinson has shown that iron «it a bright red-heat in contact with iron at the 
temp, of the air devTlojis an e.m.f. of about one-twentieth of a volt, or Uj>w’ards 
nf twice that between a bismuth and antimony coujile with a temp, diflerence of 
KKf between their junctions. E. 1). Campbell and B. A. Soule compared the 
thermoelectric force of the two ends of a cooling bar of iron. The thermoelectric 
force of metals was studied hy J. Galibourg, S. W. T. Smith and co-w'orkers, 
W Nicolaii, and R. (^azaiid; G. Tammann, G. Tammann and G. Bandel, A Egal, 
and E. D. (^impbell and W. (V Dow^d studied the effect of heat-treatment, etc., on 
the thermoelectric force of these metals against iron. 

The thermoelectric force of a couple made of annealed and unannealed iron 
showed a sharp maximum at 190'^ and a minimum at 790'. The e.m.f. of iron 
against platinum at 1 (K)° when the cold joint is at w^as found by W. Jager and 
H. Dieaselhorst to be 1*45 millivolt, where the positive sign mean« that the current 
flows through the cold junction to the platinum ; J. Dew^ar and J. A. Fleming 
gave 1'91 millivolt; G, K. Burgess and H. Scott, 1-88 millivolt ; and E. Wagner, 
1-77 millivolt. A. (ioetz gave for J 5 'xl 0 -o volt per degree, wnth purified iron 
again.st platinum : 


O.'iO 

K 12-0 

M.VI 

K 11(1 


7(MI 750 800 850^ OOO" 010= 

14 r> 17-0 18 r» 19 0 19-5 10-5 

KMH) nou" J200 laoo 1400^ 140'C I4'.(» 

I2r, 15 IS 19-5 2;i 20 27 


(J. K. Burgess and H. Scott's re.sults for the thermoelectric force of a ])Iatiiium- 
iron couph' with iron of 99*968 per cent, purity, are showm in Fig. 277. 4'hey 
say : the Aa-trans format ion in iron is indicated by a marked discontinuity, Ac^ 
being always above Ar^. The arrests are located at approximately the same 
temp, by the thermal, crystallographic, magnetic, electrical resistance, dilatational 
and thermoelectric methods, namely, Ar^ just below 900", and AC 3 slightly above 
910° C. These physical discontinuities are apparently all a measure of the same 
transformation. At the A 2 -arrest, the thermoelectric force-temp, curve has a 
break, or change In direction ; and the other physical properties, except the crystal¬ 
lographic change, which has not been detected at A^, appear to undergo abrupt 
but slight modification-except for the magnetic change, which is relatively 



230 


INOKGANIO AND THBORKTICAL OHBMFSTRY 



eauraiouti here. It is considered that the A 2 - and A 8 -transformations are essentially 
diiSerent in kind, but nevertheless both have a distinct physical existence; or, in 
other words, A 2 and A 3 are critical points that may be said to delimit a-, and 

y-iron. There appears to be no break or dis> 
continuity in the thermoelectric properties of 
iron between 0° and 768° ; the actual shape of 
the curve for the thermoelectric force is, of 
course, contributed to by both the iron and 
the platinum. At about 880°, in the j3-raiige, 
there appears to be a slight discontinuity in 
the thermoelectric properties of iron. The 
subject was also studied by J. F. T. Berliner, 
and J. Galibourg. J. Tliiele studied the effect 
of ageing on the result. W. Broniewsky ob¬ 
served a critical point at 1020 ° with a thermo¬ 
couple of platinum and electrolytic iron. 
G. Belloc obtained the results summarized in 
Fig. 278 for steels containing different proportions of carbon against platinum. 
The minimum at 380° has not been explained. He said that his observations 
show that jS-iron forms solid soln with a-iron between 730° and 750°, and with 
y-iron between 950° and 1020°. Some other explanation 
than this is probably needed. M. von Laue and G. Silje- 
holm observed an abnormal effect near the A 3 -arrest. Ob¬ 
servations were also made by 0. Chwolson, J. R. A. Mous- 
feon, H. G. Magnus, and W. Thomson (Lord Kelvin), who 
found that hard-tempered steel is the negative to soft 
steel. For couples of magnetized and non-magnetized iron, 
infra. The differentials of the platinum-platinum 


Fig. 277.—The Thermoelectric Force 
and Peltier Effect with the Plati¬ 
num-Iron Couple. 



800 "^ im 

Fig 278. — Thermo- vide 
electric Foico of the rhodium couple, and of the platinum-electrolytic iron couple 
lion-Platinum and temp, were measured by W. Schneider, and the curve 


Iron-Copper Couples . o^nneiucr, aim tno uuivc 

for the platmum-iron couple, plotted in Fig. 280, shows a 
change of direction at Ao, and sharp breaks at A 3 and A 4 . Some hysteresis is 
shown at the Ag-arrest. 



W. H. Keesom and co-workers measured the thermoelectric force of iron against 
a gold-silver alloy between -256° and 20 °. C. Dannecker measured the e.m.f. 
of iron against constantan and found for the e.m.f. in millivolts : 
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F. Hoffmann and A. Schulze obtained values between 01 and 10 millivolt larger. 
R. von Dallwitz-Wegner studied the subject. W. Rohn, E. ?. Harrison, and 
L. Holborn and co-workers obtained for iron against nickel: 

-185“ 0“ 100“ 300“ 500° 700° 900* 1100“ 

E.m.f. . —508 0 -f3*13 -l9*2 -11*8 -J-14-9 +19-5 +23-7 

J. P. Joule found that ordinary cast iron is thermoelectrically negative towards 
copper. H. K. Onnes and G. Holst gave for iron against copper at —192°, —250°, 
—268*74°, and -—269*80°, respectively —1*293, —1*319, —1*309, and —1*309 
millivolts. E. L. Dupuy and A. M. Portevin found the thermal e.m.f. of various 
steels against copper, in millivolts, when the steel contained up to 0*05 per cent. 


of silicon 

; up to 6*09 Mn ; up 

to 0*025 P ; 

; 0 022 S ; and 0-011 As 


(^Jarbon 


0 

0-07 

0-24 

0-44 

0-79 

M2 

1-58 per cent. 

A 1^1 

f-80" 

12-20 

18-71 

lO 90 

9-50 

7-90 

5-90 

6-61 

Annealecl< 

100° . 

8-70 

8-55 

7-65 

6-20 

5-40 

4-10 

4*15 

XT 1 1 

80° 

— 

12-35 

9-81 

5 10 

0-92 

-5-15 

-6-40 

J~larcieiicQ 

\100° . 

— 

8-73 

6-93 

3-46 

- 1-32 

-5-70 ~ 

15*80 


For these percentages of carbon, c, for annealed steels, the e.m.f. in millivolts per 
degree between —78° and 0° is jE'=5*6c-)- 12*2, and between 0° and 100°, 
£'—4*6c-1-8*7 ; and for hardened 


steels between —78° and 0°, 
^^-—16*70")-13*5, and between 
0 ° and 100°, -13*9c+9*9. 

The decrease in the e.m.f. with 
increasing carbon is more rapid 
with hardened than with annealed 
steels, owing to the passage of 
carbon into solid soln. in the 
quenched steels. For the effect 
with alloy steels, vide the respec¬ 
tive alloys. E. Dubois found that 
the thermoelectric effect against 
copper becomes electronegative 
after the metal has been heated 
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Fio. 281.—-The Thermoelectric Force of Iron 
and Some Alloys. 


and subsequently cooled. K. Niibel studied the effect with iron and hydro¬ 
genized iron. E. D. Campbell and B. A. Soule examined the thermoelectric force 
of electrolytic iron against quenched carbon, silicon, nickel and manganese steels 
at 950°. The effects of tempering alloy steels at about 110 ° were greater than 
with the carbon steels. E. D. Campbell and H. W. Mohr obtained the results 
summarized in Fig. 281, for the thermoelectric force in microvolts per degree, 
with alloys hardened by quenching at 950°, and then 


annealed at 800°. W. H. Ross, and C. W. Heaps dis¬ 
cussed the thermoelectric force of transversely and 
longitudinally magnetized iron. 

W. Broniewsky observed a critical point at 730° 
with a thermocouple of copper and electrolytic iron— 
dotted line, Fig. 281. This temp, is probably a low 
reading for the 769° of W. Schneider. There was 



also a break at 950°. E. P. Harrison’s results for the 
iron-copper couple, continuous line, Fig. 278, showed 
a break at 859°, which is near the A 3 -arre 8 t. Obser- 


Fio. 282.—The Effect of the 
Annealing Temperature on 
the Thermoelectric Force 


vations on the subject were made by F. E. Bash. of Steel against Silver. 

V. Strouhal and C. Barus gave the results shown in 

Fig. 282 for the thermoelectric force of silver against hardened steel, and the same 
steel annealed at different temp. P. G. Tait found that the thermoelectric force 
of iron against lead is 16*2 microvolts at 20°, and 14*74 at 50°; the thermoelectric 
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power, rfA7rf0=17'15~O*O482^, and the neutral point, is 356°. Observations were 
also made by A. Matthiessen, and E. Becquerel. P. 0. Tait also noticed that the 
thermoelectric force of iron alters suddenly in a remarkable way at a red-heat. 
P. Nicolau examined the thermoelectric force of iron against mercury. G. Borelius 
observed a number of critical points in the thermoelectric force of the couple of 
iron and tungsten— vide supra^ the allotropes of iron. 

H. F. Newall, and F. T. Trouton observed that the change which occurs when 
iron or steel passes through a red-heat can be shown by the thermoelectric current 
generated when a short })ortion of wire is made red-hot by the flame of a lamp, 
if the flame is moved slowly, the direction of the current depends on the direction 
in which the tt^nne travels. VV. F. Barrett called the phenomenon thermoelectric 
hysterefiis. II. Je Oiatelier, and (). Boudouard attempted to apply the pheno¬ 
menon to the study of allotropie changes; (\ Benedicks devised an apparatus 
for locally lieatiiig a wire by a small electric furnace through which the wire travels 
With a uniform s})ee(l. No discontinuity in the thermoelectric effect corresponding 
with the A 2 -arrest was observed ; but there is a marked discontinuity correspond¬ 
ing with the A 3 -arrest. For magnetized and non-magnetized wires, vide infra. 
V. R. Darling and R. K. Rinaldi found with a couple of iron and an alloy of tin 
with 60 per cent, of bismuth shows a re-inversion, for with the cold junction at 0°, 
the e.m.f. is zero when the hot junction is at 0^, 100'^, or 350^ ; during the first 
interval it is negative with a maximum of 0-5 mvolt, for the second interval, positive 
with a maximum at 013 mvolt ; and it becomes increasingly negative above 
350 . 

According to A. (b>etz, wlien a thermocouple of iron is so airaiiged that one 
of the ^^ires is heated through the transition temp., there is a big decrease in the 

thermoelectric jiower as iron passes from the a- to 
I— 1 —^—r~:—;—the ^-state, and a big increase as tlie iron passes 

from the y- to the 3-state. Iron with the body- 
^ ^ - centred lattice structure is positive witii respect to 
iron with the face-centred structure. E. Gohn, and 
.1. A. Ewing found that there is much hysteresis of 
the thermoelectric properties of iron with respect to 
stress. The effect of a load on the thermoelectric 
properties of iron, and the hysteresis are illustrated 
by Fig. 283. The subject was also studied by 
W. Thomson (Lord Kelvin), (\ A. P. Turner, 

1 H. G. Magnus, G. W. von Tunzelmann, and R. Over- 
f 'trifw'M k k h beck. S. W. J. Smith and co-workers, and L. J. Neu- 

LodJ in kilograms man studied the thermoelectric force between an- 

Fxq. 283, _The Effect of Load strain-hardened .specimens of iron ; 
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on tlK' TJiennoelectric Pro- 0. Tesche, between a- and y-iron ; II. Broili, and 
jx'rties of Iron. J. Kousmine, between magnetized and non-magne¬ 

tized iron ; and M. Maclean found for a thermocouple 
of drawn and undrawn wires of annealed steel an e.m.f. of 0*1028 microvolt per 
degree difference of temp. With iron wires one unstretched and the other 
stretched, the thermoelectric current passes from the unstretched to the stretched 
wire, and 
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For 0. L. Kowalke's observations on the thermoelectric force of the cobalt- 
iron thermocouple, vide infray cobalt; and for couples of iron' with aluminium- 
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nickel, and copper-nickel alloys, vide infra, nickel alloys. A. Siiiits and 
J. Spuyman studied the iron and tin thermocouple. P. W. Bridgman found 
the thermoelectric effect, E volts, of iron against lead at atm. press, to be 
£;^(16d8«--0-()089^~-0-C)()()086^3)xl()-« volts for annealed ingot iron; 
i^=(15‘92tf-0-0106»2_o-000056«3)xlO-« volts for hard-drawn ingot iron; and 
jK'=:(16*560—0’0033^—■0*00012263) X volts for annealed commercial iron. 

The thermoelectric force at different temp, and press., p kgrms. per sq. cm., of a 
junction of compressed and uncompressed metal was : 



Annealed ingot iron 

Hard-drawn ingot iron 

_A_ 

roinmerclal iron 


2,000 

6,000 
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E. Wagner found for a couple of simple iron wires, one element of which is at a 
press, of a kgrm. per sq. cm. higher than the other, 12 * 5 xl 0 “i 2 volt per degree 
between 0° and lOO'^, and that the current flows through the hot joint from the 
metal at the lower press, to that at the higher press. The subject was studied by 
A. E. Caswell. P. W. Bridgman found that the thermal e.m.f. from annealed ingot 
iron when one piece is subjected to a tension T up to 5U() kgrms. j)er sq. cm., is 
E (0-0120r -0-05235T2) X10 o volts at 52", and E (0-0223r-0*0^12r2) x iO-o 
volts at 95^ The e.m.f. is from the unstretched to the stretched wire at the Jiot 
junction. H. Tomlinson observed that the thermoelectric force is increased by 
longitudinal traction, and also by a longitudinal magnetic force. K. Tsuriita 
discussed the effects of longitudinal stress on the thermoelectric properties of iron. 

S. ]j. Brown and L. 0. Shuddcmagen found for the thermoelectric force of iron 
against cupric oxide, and- also against/crro6*/c oxide, when the cold junction is 20", 
and the hot junction : 

C’uO l>j 04 

100 ® 322 ° 407 ® 642 ® 90 '’ 26 . 5 ® 517 ® 693 ° 

E.m.f. . 0 085 0-280 0-410 0-503 0-030 0 104 0-211 0-300 volt 

G. Borelius and F. Gunneson quenched wires from a series of gradually rising 
temp., and made the wires into couples with untreated wires, and plotted the 
results against temp. The proportion of occluded gas modified the curves, but 
with gas-free metal, there were many breaks in the curves. R. Niibel studied the 
thermoelectric force of hydrogenized and ordinary iron, wliere the current flows 
from the uncharged to the charged metal. F. V. Thompson and E. Whitehead 
observed critical temp, in the thermoelectric force of iron against platinum. 
A. Goetz observed that with iron of a high degree of purity there is a great decrease 
in the thermoelectric force as the metal passes from the y- to the a-state, and an 
increase on passing from the a- to the y-.state, so that the body centred lattice 
structure is tliernioelectrically positive to the face centre. E. 1). (/ampbell and 
hL W. Mohr investigated the thermoelectric potential of iron and iron-carbon 
alloys. W. Ogawa studied the activation of galena by iron salts for a radiodetdctor ; 

T. Stransk)% iron; and W. Jackson, steel-carborundum as a radiodetector. 

G. K. Burgess and H. Scott's results for the Peltier effect are sum¬ 
marized in Fig. 277. A. Campbell found the neutral point in the Peltier 
effect with cadmium and iron is 144°; with zinc and iron, 196*7° ; and he 
also observed the Peltier effect with iron and nickel-silver. The subject was 
discussed by E. H. Hall. U. P. Lely studied the effect with iron and copper. 
The Peltier effect, p volts, with iron against lead was found to bo 

(16*18-0-91786- 0*{KX)25862)(6+273)xlO « volts for annealed ingot iron; 
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P=-{15-92—O-O2120-O-O(X)168^)(0+273)XlO-« volts for hard-drawn ingot iron; 
and P=(16-56—0-0066d-0-000366d2)(d+273) X 10-« volts for commercial iron. 
And the Peltier effect, P, in joules per coulomb, at different temp, and press., 
p kgrms. per sq. cm., for a junction of compressed and uncompressed annealed 
ingot iron, was: 

0“ 20° 40“ 60“ 80“ 100“ 

( 2,000 . -3*3 H 0-9 +6-6 -j-9-3 4-8-8 4-7*5 

p\ 6,000 . ~ 10-9 4-2-6 4 12-2 +24*7 +34-3 +14-9 

( 12,000 . -38 3 4 1-2 -fl6*7 4 50-0 4-62*2 135-8 

According to T. W. Bridgman, the Thomson effect, a volts, with iron against 
lead was o-~i- 0-0178—0-()005]6^)(^+273) X lO-® volts per degree for annealed 
ingot iron; u ^(—0-0212 —0-0003333^)(^4-273) x 10~6 volts per degree for hard- 
drawn ingot iron ; and a—(—0*0066—0-()00732^) —(^4 ^73) X10 ”6 volts for annealed 
commercial iron. The thermoelectric effect, oX 10~6 joules per coulomb per degree, 
between tlie compressed and uncompressed annealed ingot iron, was: 

0“ 20“ 40° 00“ H0“ 100“ 

1 2,000 . 4 17 4-23 4 25 4 5 -10*6 -5*6 

p\ 6,000 . 4-79 456 4 37 479 -ll -121 

( 12.000 . +347 4106 4 63 4180 -56 -194 

J. Young observed that with annealed wires between 40° and 300°, the Thomson 
effect increases with the carbon-content; it decreases regularly with a rise of temp, 
up to 200°, when it becomes irregular, and then passes through a minimum value. 
The curves for the thermoelectric force of iron or nickel against platinum show a 
break in the neighbourhood of the Curie point. This corresponds with a more 
or less rapid change in the Thomson effect, or the “ specific heat of electricity.” 
This subject was studied by J. Dorfman and co-workers; and the electronic 
theory of the phenomenon, by E. 0, Stonier. H. E. Smith found that the Thomson 
effect with iron is aX 2-125 cals, per coulomb per degree ; it decreases with 

tension by becoming less negative until the elastic limit is reached, when the effect 
increases with tension and follows a definite cycle on removing and restoring the 
strain. The Thomson effect in iron and steels was studied by J. Young, who found 
that the effect increases with the carbon-content and passes through a minimum 
value near 250°. 

The so-called Hall effect, discovered by E. 11. Hall ^ in 1879, refers to the 
phenomenon which occurs when an electrical current passing between two points 
in a thin metal plate is introduced into a magnetic field so that the })laue is at right- 
angles to the magnetic field, whereupon the equipotential lines, located by the volt¬ 
meter, are distorted so that the electrical current no longer has the same potential as 
before. The e.m.f., E, set up is given by E~—RHijd, where H denotes the magnetic 
field ; iy the current; and d cm. the thickness of the plate—all other magnitudes 
are expressed in absolute units. If R denotes the Hall coeff., A. W. Smith found 
that .Rx 106=10,300 for iron with R=17,000 gauss at 18°; E. H. Hall and 
L. L. Campbell, Rxl06=.7940 for JT=5300 at 13° ; F. Unwin, R=106=8700 at 
18°; H. Zahn, Rxl0«=10,800 for H=6290 at 18°; J. Konigsberger and 
G. Gottstein, Rx 106=10,000 at 18°, and H. B. Peacock gave Rx 10®::.. 16,000 
at 18° for films of iron 270/x/x thick. W. L. Webster studied the Hall effect with 
single crystals of iron ; and A. Mazzari, the effect of very intense magnetic fields on 
the phenomenon. The Hall effect was also measured by E. Bossa, M. Cantone 
and E. Bossa, E. M. Pugh and T. W. Lippert, W. Y. Chang and W. Band, 
L. J. Neuman, H. B. Peacock, J. C. Steinberg, and P. I. Wold; and H. Atherthum 
obtained values between —253° and 18°, for values of H not stated ; and W. Frey, 
values between 235° and 1100° for R=4090 to 5500, with a critical point between 
620° and 920° : 

-283“ -190“ -79“ 18“ 236“ 470“ 620“ 920“ 1000“ 1100“ 

1140 1330 4090 11,230 4610 13,200 21.800 1620 735 459 


RxlO* 
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0. M. Oorbino observed that when a uiiiforui radial current flows through a 
circular disc of metal, placed in a magnetic field normal to the plane of the disc, 
there is produced a circular current, the density of which is inversely pro¬ 
portional to the radius. The phenomenon is called 

the Corbino effect. If C denotes the circular —————— r * 

current; I, the radical current; M, the mutual ^ " 

inductance between the current C and the coil ^ 

placed near the disc; and w, the standard mutual if ^ 

inductance, then MC=mL The value of mjH re- ^ ^ _ 

ferred to that of copper, unity, is 16*4, and the corre- ^_ 

spending value for the Hall effect, copper unity, is ^ _ 

21*9 in a field H—3700. Observations were made /_ 

by E. P. Adams and A. K. Chapman. A. K. Chap- 
man found that for iron, with a low field, the value of 

mIH is zero up to a field of about H~1Q0 (Fig. 284), Fig. 284.-— The Corbino 
it then rises to a sharp maximum at 950“ ; falls to " 

half the maximum value for H=500; and slowly increases up to H=10,000. 
Below H=300, the Corbino effect undergoes a reversal. 

Ferromagnetic substances behave rather differently from diamagnetic and 
paramagnetic substances, for the transverse Hall effect in the latter cases are directly 
proportional to the magnetic field for all fields obtainable, whilst with ferromagnetic 
substances, direct proportionality holds only up to the region of maximum per¬ 
meability, as indicated by E. M. Pugh; and above that point, A. W. Smith found 
that the rate of increase of the Hall effect with the field decreases. A. Kundt, 


0 ^000 iOOO 6000 8000 H 

Fig. 284.—The Corbino 
Effect with Iron. 


and the early workers thought that the effect with ferromagnetic substances was 
proportional to the intensity of magnetization, /, rather than to the induction. By 
the quantity always measured. At low fields, B and / could not be distinguished, 
but at higher fields, near the saturation point, the Hall effect was shown to be more 
nearly proportional to the magnetic intensity, /, than to either the magnetic 
induction, or the magnetic field, H. E. M. Pugh found the Hall effect with steel 
to be a single-valued, linear function of the intensity of magnetization, /, but 
neither a single-valued nor a straight-line function of either the magnetic induction, 
By or the magnetic field, H. This applies to both the virgin curves and the broad 
hysteresis loops. A. W. Smith and R. W. Sears found that the Hall e.m.f., e, for 
ferromagnetic substances can be written where i?o is a constant 

nearly independent of the material, and Ri is a constant which may have any value, 
positive or negative, depending on the material examined. 

The so-called Ettingshaiisen-Nemst effect, discovered by A. von Ettingshausen 
and W. Nernst in 1886, refers to the phenomenon which occurs when a current of 
heat is flowing in the thin metal plate, and the plate is introduced into a magnetic 
field so that th^e plate is at right-angles to the field, whereupon difference of potential 
is developed under conditions where, without the magnetic field, no difference 
occurred. The e.m.f.. By set up is E—QhH(dTjdl)y where h cm. denotes the width 
of the plate ; //, the magnetic field ; and dT/dl the temp, gradient in the plate, 
of length, I cm., in degrees of temp, per cm.—all other magnitudes in absolute 
units. Let Q denote the Ettingshausen-Nernst coeff. F. Unwin found that 
Qxl0»=:::520 fof irou at 18“ ; H. Zahn, Qxl0®=1050 for H-^6290 gauss at 18“, 
and Qxl0®=:~-1660 at 55°; E. H. Hall and L. L. Campbell, Qxl0®=-f860 
for H=5550 at 31°; and at 60°, Qxl00==-980; and A. W. Smith gave 
Qxl0«=--810 for H-=17,000 to 18,000 at 60°. P. W. Bridgman discussed 
the relationship between the four phenomena. 

The so-called EttingshaiUieneltect, discovered by A. von Ettingshausen in 1886, 
refers to the phenomenon which occurs when an electric current is passing between 
two points in a thin metal plate which is then placed in a transverse magnetic 
field, whereupon a difference of temp, is developed between the upper and lower 
faces where no difference exists in the absence of the magnetic field. Let dT denote 
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the difference of temp, between two points; H, the magnetic field ; the length 
of the plate ; and d, the thickness of the plate in cm., then, expressing magnitudes 
in absolute units, dT^PHjd. If P denotes the Ettingshausen coeff., E. H. Hall 
and L. L. Campbell found that PxlO®——49*3 when //~53(X) at 13^; and 
—61-2 at 84°. F. Unwin observed Px 10®=—43*0 at 18°; H. Zahn, 
Pxl0»=-57 for P=6290 at 18°, and -67 at 20°. 

The so-called Leduc effects discovered by A. Leduc in 1886, refers to a 
phenomenon which occurs when heat is flowing between two points in a thin metal 
plate placed in a transverse magnetic field, whereupon a variation in the thermal con¬ 
ductivity occurs which does not take place when the plate is not in a magnetic field. 
If dT denotes the difference of temp, between two points ; //, the magnetic field ; 
h cm., the breadth of the plate ; and dTjdoc the temp, gradient in degrees per cm.- - 
and expressing magnitudes in absolute units, dT=^SHh(dTldx). Let S denote the 
Leduc coeff. F. Unwin found that /.SxlO® :::-r)20 at 18°; H. Zahn, /b’xl0®=390 
for iron with H=6290 gauss at 18°, and 687 for steel at 55° ; for iron, E. H. Hall 
and L. L. Campbell gave *Sxl0®=560 for 5000 at 51° ; 429 for //=65fK) at 
44°; 608 for i/=7300 at 48°, and 632 for P=17,000 to 18,000 at 60°; and 
A. W. Smith, iSxl0®“-392 for H=ll,9()0 at 56-9°. S. T’ao and W. Band studied 
the e.m.f. produced when a magnetic field is applied parallel to a temp, gradient. 

According to F. Robin,® the spark from an electrostatic machine or induction 
coil produces on the polished surface of steel tiny craters which are formed by the 
flow of the metal under shock. These holes are visible under the microscope, but 
to the naked eye, the metal preserves its polished surface. Around this zone tlien* 
is formed a yellowish aureole - possibly two -formed of oxide ; it is clearly marked 
in carbon steels with a low percentage of carbon, strongly marked in cast iron, 
and feebly marked in dead-soft steels, it is hardly visible with ])ure iron, chromium 
steel, and chromium-tungsten steel. 

H. Schmick and R. 8eeliger ^ studied the mechanism of the arc discharge with 
an iron cathode and found the loss of material is definitely not pro]K)rtioiial to the 
current, and it varies primarily as the degree of cooling of the catliode. The loss 
is not confined to the local point, but is distributed over the whole neighbouring 
area. A. Gunther-Schulze found the normal cathode potential fall of iron, V volt^, 
to be, in : 

Argon Neon Nitrogen Oxygen Air 

y ... 168 163 215 352 337 volts 

The subject was studied by K. Rottgardt, A. Schaufelberger, R. Seeliger and 
M. Reger, (T Gehlhoff, G. Gehlhofl and K. Rottgardt, E. Warburg, H. E. Ives, 
E. Blechschmidt, V. L. C’lirisler, W. G. Duffield and co-workers, W. Ramberg, 
W. Neuswanger, W. L, Cheney, E. Lau and 0. Reichenbeim, (L E. Doan, 
H. Schuler, R. Defregger, W. Heuse, F. H. Newman, E. If. Owen and B. Wright, 
H. Dziewulsky, and A. Skinner. M. Haitinger measured the intensity of the 
ultra-violet rays from the iron arc-light, and found it to be greater than in the 
case of all the other metals which were tried. The cathodic spluttering of iron was 
discussed by W. Grookes. H. Nagaoka and T. Fiitagami obtained cinemat()graphi<‘ 
photographs of electrically exploding iron wires. R. Seeliger and H. Wulfhekel 
studied the loss of material from the cathode of the iron arc ; and H. P. Waran, 
K. Meyer and A. (liinther-Schulze, and T. Baum, tlio cathodic spluttering ot 
iron in the dLscharge tube. I. Klemencic studied the behaviour of iron towards 
electrical oscillations— infra for the influence of oscillations on magnetized 
iron. H. F. Ricliards 8 found that the dielectric constant of steel is not infinity 
but 31. 
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§ 22. Blagnetic Properties of Iron and Iron-Carbon Alloys 

The laws of maipoetism were worked out largely by experiments on the magnetic 
properties of iron and steel, but it is comparatively rare, in past years, to find full 
information available as to the nature of the specimens employed. The experi¬ 
ments, however, served their purposes in developing certain principles, and descrip¬ 
tions will be found in the works of J. A. Ewing ,1 T. F. Wall, F. Auerbach, E. Schmidt, 
W. von Westphal, and many others. Indeed, all textbooks on magnetism are 
mainly concerned with this element, since iron is king of the magnetic metals. 
Metals strongly attracted by a magnet are said to be ferromagnetic— e.g., iron, steel, 
nickel, cobalt, and some alloys. Substances which are feebly attracted by a 
magnet, and which when placed in a magnetic field have a tendency to set themselves 
with their axes parallel to the lines of force, or have a tendency to pass from the 
weakest to the strongest part of the field, were said by M. Faraday to be para¬ 
magnetic — e.g. oxygen, and platinum. Ferromagnetism is a special case of para¬ 
magnetism. Substances which are feebly repelled by a magnet, and, when placed 
in a magnetic field, have a tendency to set themselves with their axes at right- 
angles to the lines of force, or to pass from the strongest to the weakest part of the 
field, are said to be diamagnetic — e.g. bismuth is more diamagnetic than any other 
metal. More substances are known which exhibit diamagnetism than para¬ 
magnetism. According to T. Camelley, on examining M. Faraday’s list of 
paramagnetic and diamagnetic substances : 

The following rule invariably holds good without a single exception in the case of the 
38 elements to which it can be applied. Those elements belonging to the even series of 
the periodic system are always paramagnetic, whereas those elements belonging to odd 
series are always diamagnetic. 
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And H. E. J. G. du Bois added that, notwithstanding gaps, uncertainties, and 
exceptions, in the periodic classification of the elements : 

We can detect in the magnetic, as in all the other physical and chemical properties, a 
periodic variation. The series of paramcignetic elements, which, on the whole, are also very 
refractory, are found on the descending branches, or in the minima of the atomic volume 
curve for the solid elements, whilst the more easily fusible, diamagnetic elements occupy 
the ascending portions and the maxima of the curve. 

The paramagnetic and diamagnetic states of many alloys depend on the strength 
of the applied magnetic field, and K. Overbach applied the term metamagnetic 
alloiTS to such alloys. For instance, a copper-zinc alloy is paramagnetic in weak 
fields, but the susceptibility rises to a maximum as the strength of the field increases, 
and the alloy then becomes diamagnetic. Brass becomes metamagnetic if a few 
thousandths of iron be present, whilst zinc with up to 4-7 per cent, of iron is inde¬ 
pendent of the field. 

The effect of one magnet on another is greater, the greater the distance between 
the poles of the magnet, so that both the strength, m, of the poles of a magnet, 
and the distance between the poles are required in order to determine the effect of 
one magnet on another. The product of the pole strength, and the distance 
between the poles is called the moment of the magnet, M. The force of a magnet 
on a distant magnetic needle is doubled by doubling the distance between its poles ; 
and a magnet with poles half as strong as another magnet, would have the same 
magnetic moment, provided the poles of the weaker magnet were twice as far apart 
as the poles of the stronger magnet. The poles of the longer magnet would have 
only half the volume of steel as those of the second, so that if the moment of each 
magnet be defined by its volume, t;, the quotient, l=MVy is called the intensity of 
magnetization, and indicates the magnitude of the moment per unit volume, or the 
pole strength per unit area. If the moment be divided by the mass of the magnet, 
the quotient is called the specific intensity of magnetization, and indicates the 
magnitude of the moment per unit of mass. 

When a substance placed in a magnetic field becomes magnetized, there is a 
relation between the magnetism it acquires and the magnetic force which acts upon 
it. The force of a magnetic field is represented by so that the field is said to be 
of strength H gauss. The lines of force between the unlike poles%of two bar magnets 
are conducted better by some substances than others. The lines of force between 
the two magnets in air, are represented diagrammatically by Fig. 285, and when 
a piece of iron is placed in the gap, by Fig. 286. The crowding of the lines into the 


Fias. 2S.^» niid 28G.—Linear Force l>etwocn two Unlike Magnetic Poles in Air, and 
witli a piece of Iron in the Gap. 

iron make it appear as if the lines of force find it easier to go through iron 
than through air; the iron appears to be a better conductor for the lines of force 
than is the case with air. This is expressed by saying that the magnetic per¬ 
meability of iron is greater than is that of air; or, conversely, the magnetic reluctivity 
of air is greater than that of iron. The permeability of a medium is hence defined 
as its conducting power for lines of magnetic force when compared with that of air. 
If H denotes the number of unit lines of force per sq. cm., in the magnetic field, H 
measures the strength of the magnetic force ; and if B denotes the number of lines 
of induction per sq. cm. in the material when placed in the field, B measures the 
lliagnetic induction or fiux density of the material. The magnetic permeability 
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of the substance is measured by the ratio of fi to H, and this ratio is symbolized by 
/u. Thus, the magnetic permeability 

Instead of representing the magnetizability of a substance in terms of the 
permeability, it can be expressed as a relation between the intensity of magnetiza¬ 
tion, 7, and the strength of the magnetic force, ff. The ratio of these two magnitudes 
is called the magnetic susceptibility, so that magnetic induction, 

By or the total number of lines of force per sq. cm. in a specimen, is equal to the sum 
of two lots— 7/ lines due to the magnetic field, and 47r7 lines per sq. cm. due to the 
effect of the field upon the specimen, or R“7/ *'^7. Since l and B—fjiH, it 

follows that x“(p-—l)I^7r. If the permeability /Lt~l, as is the case with air, the 
magnetic susceptibility X““^^- paramagnetic substances, where /x is greater 
than unity, the susceptibility is positive ; and in diamagnetic substances, where 
the permeability fi is less than unity, the susceptibility is negative% Hence, when 
a paramagnetic substance acquires a magnetization 7, which is in the same direction 
as the force, B is greater than H ; and conversely for diamagnetic substances, B 
is less than 77. The value 477-7 is taken to represent the saturation value of the 
magnetism with the magnetic force, H. 

When soft iron is magnetized, it loses its magnetization much more readily than 
hard steel. The power of retaining magnetization when the inducing influence is 
withdrawn is called the retentivity, or remanence, and the magnetism retained is 
called the permanent or residual magnetism. Soft iron may retain more residual 
juagnetism than steel, but it is unstable and more readily lost than is the case with 
steel. Material which retains a good portion of its magnetization, despite disturbing 
influences, is said to have a large coercivity. 

Jf a long, thin, iinmagiietized iron rod be jdaced in the sohmoid through which 
a current of any desired strength can be passed, and if tlu' current be gradually 
increased while the values of the magnetizing force, II, tlum, the induction or flux 
density, B, and the intensity of magnetization, 7, may be det(‘rmined at different 
stages of the operation, so as to show the relation between the magnetism acquired 
by the iron rod, and the magnetic force acting upon it; the relations of the 
magnitudes can be represented by the permeability,/x, or 7y77-curve, since p,--R/7f ; 
or by the susceptibility, x» 7H-curve, since -Ijli, The values for B and H 
for some samples of iron and steel are shown in Fig. 287. With a magnetizing 



force of 2*5 gauss, annealed soft iron has 5=^8000; cast iron, 3000; hardened 
iron, 1000; and hardened steel, about 4(X). When 10, the value for soft 
iron is becoming horizontal; but with hardened iron and annealed steel, until H 
is 40 to 45; and when H—50, the value of B for hardened steel is still rising, but 
the other metals are practically saturated. The curves show, in general, three- 
stages of ])rogress. At the beginning, when H is small, changes in the value of 
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H produce only small changes in the value ot B, where the permeability is small; 
in the next stage, where the curve rises rapidly, small changes in the value of H 
produce large changes in the value of B. The permeability thus rapidly increases 
to a maximum. In the third stage, the metal is saturated, and the curve is 
nearly horizontal, showing that changes in the value of H have very little influence 
on the value of B, 

The measurements of E. Oerold on the effect of chemical composition on the 
magnetic induction are summarized in Fig. 289 The continuous curves are for 
carbon, the dotted curves are for 
silicon. The effect of additions of 
1 per cent, of aluminium, silicon, 
copper, molybdenum, manganese, and 
chromium are indicated in P'lg. 289 

J. Coulson found that the magnetic 
moment of iron decreases on hydro- 
genization, attaining, in time, a value 
of 5 to 27 per cent, less than tlie 
original value. L. W. McKeehan 
found that the magnetic permeability 



Fig. 289.— The Effect of Different Elements 
on the Magnetic Induction of Iron. 


of single crystals of iron, prepared by high-temp, treatment m hydrogen, are 
greater than that of crystals obtained by 1). Foster, W. Gerlach, R. Clievallier, 
and K. Honda and 8. Kaya by other methods. 01)ser\ atiuns showed tliat tlie 
liigh permeabilities >vere not due to the largo size of the ei \ stals, ])ut rather to the 
treatment with hydrogen at a high teinj). A eom])arihon of the magnetization 
curves, Phg. 290, and the hysteresis loops, Fig 2!d, of ordimir) aiincided iron, and 


/sm 

MOOO 

moo 

tmo 

HOOO 
10000 
9000 
^ 8000 
^ 7000 
6000 
5000 
4000 
5000 
5000 
1000 
0 



730000 

\moo 8^ 

770000 

\/00000 X ^ooo\ 

90000 ^ 

soooo'^ ^ 0 

70000 ^ ^ 
60000 ^ 4000 \ 
50000 


40000 

30000 

50000 

70000 


' 8000 \ 


- 75000 \ 


76 50 


- 76000 , 



■50 -76 -72 -08 -04 


04 0-8 


Fig. 290.—Magnetization Curves of 
Hydrogenized, and Ordinary An¬ 
nealed Iron. 


Fig. 291.—Hysteresis Loops of Hydro¬ 
genized, and Ordinary Annealed Iron. 


of hydrogenized iron, due to P. P. Cioffi, shows that permeabilities of 130,000 
can be obtained when the coercive force is 0*05 gauss, and the hysteresis loss— 
Vide infra -for maximum induction 14,000 is 300 ergs per c.c. per cycle. 
W. E. Ruder, E. Gumlicli, and F. P. Wilson reported that the magnetic properties 
of iron are improved by heating the metal in hydrogen, although E. Gumlich, 
T. D. Yensen, and F. 8. Tritton and D, Hanson id not get such good results by 
heating the metal in vacuo, in nitrogen, or slightly oxidized atmospheres. 
J. Wiirschmidt, L. W. McKeehan and co-workers, and T. W. and W. T. Richards 
studied the subject. N. A. Ziegler obtained high permeabilities with specimens 
containing several large crystals, and he considered that the results could be 
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obtained only with single crystals; A. Hayes reported higher permeabilities by 
melting iron in a low press, carburizing atm., and made no mention of the 
grain-si^e of the crystals. P. P. Cioffi considered that the high permeabilities 
obtained with hydrogenized iron are due to absorbed hydrogen, since if the high 
permeability iron be re-heated to a high temp, in a vacuum of 10~® mm., it assumes 
the permeability of ordinary iron subjected to the vacuum treatment. The drop 
in permeability is attributed to the loss of absorbed hydrogen. R. Forrer and 
J. Schneider studied the effect of annealing iron in hydrogen; and H. Gries and 
H. Esser, the effects of occluded hydrogen, oxygen, and nitrogen. 

W. Koster found that the effect of the precipitation of nitrogen at 100° on the 
coercive force diminishes linearly as the degree of cold-working is reduced, so that 
the coercive force of annealed steel increases as the cold-working is increased, 
on tempering at 100°, after a 5 per cent, reduction by cold-working, the coercive 
force attains a maximum and then falls off with further cold-working. When the 
nitrogen is again brought into soln., by tempering at 300°, the effect of cold-working 
on the coercive force is again restored, showing that the coercive force is compounded 
additively of an amount conditioned by the degree of cold-working, and an amount 
conditioned by the distribution of the structural constituents. The changes in 
the magnetic behaviour of cold-worked steel at temp, between 100° and 300° are 
to be attributed to the precipitation or soln. of nitrogen, and to no other cause. 

The effect of heat-treatment on the magnetic properties of an eutectoid steel 
was examined by E. Maurer, (\ W. Burrows and F. R. Fahy, and C. Nusbaum 

and co-workers. There is a rapid 
rise of the maximum and residual 
induction, and a more pronounced 
decrease in the coercive force with 
Ihc cold-work which attends the 
drawing at temp, of 150' and 
250". The results for the induc¬ 
tion, and the reluctivity of an 
eutectoid-carbon steel, quenched 
in water from 800°, by C. Nus¬ 
baum and co-workers are indicated 
by the curves, Fig. 292, represent¬ 
ing three stages m the magnetiza¬ 
tion. In stage I, the magnetiza¬ 
tion curve showing the relation 
between the induction and magnetization force is nearly linear, and the molecular 
magnets have been displaced only slightly from their position of stable equilibrium ; 
in stage IT, the molecular magnets pass from a state of stability through an 
unstable state into a new position of stability—the curve in this region is very 
steep wdth magnetically soft substances, and more gradual with magnetically 
hard substances ; whilst in stage III, the alignment of the molecular magnets 
a})proaches more and more to the direction of the magnetizing force as it increases 
in magnitude. Tlie slope of the curve also decreases. The reluctivity curve also 
shows the three stages very well; but with magneticalfy soft substances, the first 
tw^o stages almost vanish, and with magnetically hard substances, they become 
more pronounced. (\ P. Steinmetz .suggested that both of these are stages of 
instability, and that, if the specimen whose magnetic properties are being deter¬ 
mined is simultaneously subjected to vibration or to an alternating magnetic field 
applied at right-angles to the unidirectional field, H, these two characteristic stages 
practically vanish ; further, that it is probable that the stable relation between 
the field intensity, f/, and the flux density, B, is expressed over the entire range 
from zero to infinity by the above linear relationship. 

(\ Nusbaum and co-workers examined the effect of drawing at different temp, 
an eutectoid steel quenched from 800°. B. 0. Peirce showed that for electrolytic 
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Fig. 292.—The Magnetic Induction and 
Reluctivity of Eutectoid-Carbon Steel. 
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iron and forms of iron approaching idl degree of purity, the relation between 
the reciprocal of the susceptibility, and magnetizing force is linear—in one case, 
;(;“"i=0*0108+0’000575^. The regions I, II, and III are well-defined in the curves 
for eutectoid steel, but there is a slight deviation from the linear relation, as shown 
by the dotted lines. The temp, of drawing is indicated in the diagrams. According 
to 6. Tammann, the intensity of magnetization of a solid soln. is less than that of 
the more magnetic of the two constituents and also less than would be calculated 
from a knowledge of the proportion of the constituents. K. Honda also showed 
that cementite is nearly one-tenth as magnetic as iron, and it becomes non-magnetic 
at 215°. As a quenched high-carbon steel is repeatedly drawn to increasingly 
high temp., the magnitude of the magnetic transformation of cementite increases 
and reaches its maximum in the neighbourhood of 300°. C. Nusbaum and 
co-workers take these facts to indicate that in the interval of temp, between 150° 
and 250°, the cementite is thrown out of solid soln., and thus that in martensite 
the cementite is in solid soln. It also indicates the completion of a previously 
suppressed transformation, which completion may be considered as the beginning 
of the metallographic constituent troostite. 

In region I, the break in the reluctivity curve in the entire region is taken to 
show that two magnetically different constituents are present. The non-homo¬ 
geneity may be due to one of two causes or both, viz. (1) the presence of another 
constituent, (2) the stresses set up in the material during the quenching operation. 
The effects of tension were discussed by E. Villari, and K. Honda and S. Shimizu— 
inde infra —and of compression by C. M. Smith and G. W. Sherman. The stresses 
undoubtedly play an important part, but are not necessarily the predominating 
factor. 

In region 11, the material behaves like u homogeneous substance. K. Honda 
has shown that in this region the carbon is in the form of cementite. There are 
thus present two magnetically different materials. This is taken to mean that the 
cementite is evidently distributed very uniformly in very finely divided particles 
(ultra-microscopic in size) throughout the entire mass of the ferrite, and there are 
no separate cementite and ferrite crystals. This colloidal soln. is generally con¬ 
sidered to be troostite —vide supra. In region III, the colloidal soln. of cementite 
here begins to flocculate, forming aggregates of continually increasing size, which 
finally attain such dimensions as to produce a magnetically non-uniform or inhomo¬ 
geneous material, as is indicated by a more or less marked break in the reluctivity 
line. The line of demarcation between regions II and III then marks the transition 
between the regions of magnetic homogeneity and non-homogeneity. Since this 
transition is so sharply defined, it may be chosen as the beginning of the metallo¬ 
graphic constituent sorbite. 

C. Nusbaum and W. L. (Cheney examined tlie influence on the magnetic and 
other properties of an eutectoid carbon steel of different rates of cooling from 800°. 
Some of the results are summarized in Table XLI. The induction increases as the 
rate of cooling is varied from air-cooling to slow furnace-cooling. Microscopic 
observations of the different specimens show' that the air-cooled material consists 
largely of sorbite with intervening patches of coarse pearlite containing free ferrite ; 
with slower lime-cooling most of the sorbite passes into lamellar pearlite, whilst 
patches of coarse pearlite, and free ferrite are still present; in the specimens cooled 
more slowly in the furnace, there are patches of lamellar pearlite which decrease 
in size as the rate of cooling is diminished. The matrix of each consists largely of 
divorced pearlite - cementite particles in a matrix of ferrite. The grain-size of 
the cementite particles increases as the rate of cooling decreases. G. Nusbaum 
and W. L. Cheney conclude : 

With decrease in the cooling rate there is a marked increasein the value of the maximum 
induction for a given value of the magnetizing force, an increase in the magnitude of the 
maximum permeability', and a decrease in the magnitude of the coercive force. As the 
structure is changed from an essentially sorbitic one, through lamellar pearlite to divorced 
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pearlite, there is a gradual shifting of the break in the reluctivity line toward the origin. 
Also the difEerence between the magnitudes of the real and apparent values of the maximum 
intensity of magnetization is greatest when the structure is that of lamellar pearlito. There 
IS a marked agreement between the values of the coercive force and the scleroscopic hard¬ 
ness, as influenced by the various cooling rates, except when the specimen is held at a temp, 
of 650® for a definite time. 


Table XLI.- 


-The Effect of Rates of Cooling on the Properties of 
Eutectoid Carbon Steel. 
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According to C. \V. Lurrows, the jierineabiijtv at room temp, increases with a 
rise of temp, for small inductions, and de(Teas(*s for liigh ones; and tlie change m 

_ the induction per degree rise 

' 1 r r ' 1 r 1 T- r 1 T 1 , , , , , temj). is greatest in the 

region of maximum permea¬ 
bility. It. L. Sanford’s ob¬ 
servations are summarized in 
Fig. 293. T. Spooner studied 
the plienornenon with silicon 
steels. 

L. W. Wild measured the 
magnetic intimsity and co¬ 
ercive force of some steels 
after being (pienched from 
about 900"^', and after 24 hrs’. 
re-heating at different temp. 
There is usually a large drop 
in the coercive force between 
200° and 3(X)°, and this is 
^ ^ attributed to tlie cementite 

coming out of soln. and thereby becoming magnetic. The humps in the curves 
at about 500° are attributed to the cementite jiartially entering into soln., and 
not precipitating on cooling. The nickel .steel behaves very much like the 
carbon steel; the chromium steel with 87 per cent, of iron has about f.7 per 
cent, of the saturation intensity of iron and is scarcely affected by tlu' temper- 
ing; the coercive force on tempering does not drop so steeply as with other 
otmIs. The rise at about 900° is more marked than it is with tungsten steels. 
There is a hump at 400° in the coercive force curve of chromium .steid at 600° 
with tungsten steel, and at 7(K)° with nickel steel II. Pechep.K found the per- 
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meability decreases regularly with increasing carbon-content for annealed steels, 
but this relation does not hold good for the same samples after tempering. 

E. A. Watson considered that in a correctly hardened steel for magnets, the non¬ 
magnetic y-iron should be completely transformed so that austenite is not present, 
nor should therfe be any segregation of the carbide and ferrite so that the change 
associated with Ars-arrest should be suppressed. The desirable constituent is the 
first transformation product from they-state. A. A. Dee could detect no difEerence 
in the magnetic properties of steels quenched from 300'^, although, according to 

F. C. Thompson and E. Whitehead, the carbide change can be suppressed by 
suitably cooling from this temp.— S7ipra. According to G. A. Ellinger, the 
first application of heat in the tempering of quenched, 0-75 per cent, carbon steel 
is attended by an increase in magnetization which is believed to represent stress 
release, caused by the precipitation of carbon irom the supersaturated solid soln. 
of carbon in a-iron. The degree ot tempering depends upon temp, and time, the 
first stage being completed at 200” in about hours. The precipitated carbon 
combines with iron in the range between 200” and 3<^X)° to form iron carbide. This 
combination is progressive with time, being completed at 300° in about 1 hr. 
From 300° to 7(^° no further magnetic changes occur upon holding the specimen 
at constant temp., consequently no further constitutional changes take place in 
this range, but the carbide coagulates to form larger and larger particles. Ati 
increase in the magnetization at about 235° indicates the decomposition of austenite, 
the decomposition being completed in about 45 mins, at that temp. 

W. Roster observed that the coercive force of plain carbon steels increases 
linearly with the carbon-content irrespective of whether the cementitc is globular 
or lamellar, but the rate of increase is smaller with the globular cementite. The 
coercive force of a steel with banded pearlite is two to three times as great as that 
of a similar steel in which the cementite is globular. .1. K. Adams and F. E. Goeckler 
studied the influence of the history of the metal on the coercive force and residual 
reduction; and E. Maurer and F. Stablein measured the coercive force of cementite. 
A. W. Smith and co-workers found that increasing the percentage of carbon in 
steels decreases the magnetic permeability by increasing the amount of carbides in 
soln., and owing to the asymmetry in the atomic structure making the alignment 
of the molecular magnets difficult. With annealed bars, the carbides separate 
from the solid soln., and the effect of carbon is much less. The maximum reluctivity 
is a linear function of the carbon-content of hardened steel up to 0-8 per cent, of 
carbon, for annealed chromium steel it is a maximum with about 0*5 per cent, of 
carbon, and a minimum with about 0*8 per cent. According to R. L. Dowdell, 
steels for magnets should be treated so that they have the greatest hardness possible 
without acquiring an undue tendency to cracking. T. D. Yensen and N. A. Ziegler 
observed that the elements, boron, carbon, zinc, nitrogen, oxygen, sulphur, cobalt, 
copper, manganese, and nickel, which lower the As-point and raise the A 4 -point, 
have a bad effect on the magnetic properties of iron ; those which raise the A 3 -point 
and lower the A 4 -point e.g. aluminium, arsenic, silicon, tin, and vanadium, but 
not phosphorus and titanium - have a good effect on the magnetic properties; 
whilst the insoluble elements have very little effect on the magnetic properties. 

As shown by W. Schmidt, and others, steel responds to weak magnetizing 
forces more quickly than iron ; and the susceptibility of soft steel for small 
magnetizing forces is greater than that of iron. For fields below 0-06 e.g.s. unit, 
the susceptibility of soft steel to that of iron is as 4 : 3 ; for fields of about 1-0 e.g.s. 
unit, the susceptibilities are about the same ; and for fields of greater strength, the 
susceptibility of iron exceeds that of steel. T. D. Yensen's values for vacuum- 
fused electrolytic iron, and armco iron are summarized in Fig. 288. The results 
show that whilst the induction curve for armco iron gives an initial bend 
characteristic of iron in general, the bend becomes very much less pronounced 
with iron of a high degree of purity, and T. D. Yensen said that “ it is not incon¬ 
ceivable that it may disappear for the perfect iron crystal.’’ 
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The permeability of iron at the beginning of magnetization is very small. 
C. Gutton and J. Mihul found the permeability of soft iron is constant for 
small field-strengths up to H—1 gauss, and it then increases with the field- 
strength. C. Baur, and J. A. Ewing found that for values up to JT=0*384, the 
magnetic susceptibility can be represented by ; the permeability 

by /x=183-|-1382£f; the intensity of magnetization by /= 14 • 5 .^f+ 110 ^f 2 ; and 
the magnetic induction by B=183^+1382jEf2. Lord Rayleigh found that the 
proportionality holds good when the magnetic field is excessively reduced, and 
that the forraulte ;)(=6*4+5*l^, and /x—81+64^f hold good for values of H ranging 
up to 1*2 c.g.s. units. The viscosity or time-lag which occurs in the effect is most 
noticeable wt>on the magnetizing force, H, is feeble. 

C. Fromme observed that with moderately strong magnetizing forces the curves 
for the permeability and induction, and for the susceptibility and intensity of 
magnetization have points of inflexion; and this phenomenon was also observed 
by J. Haubner, W. R. Crane, L. W. Wild, A. Perrier, J. A. Ewing, 11. H. M. Bosan- 
quet, and S. Bidwell. J. A. Ewing and W. Low showed that with very strong 
fields, the induction, B, has no apparent limit, whilst there is a finite or saturation 
value for the intensity of magnetization, /. Thus, with Swedish wrought iron, 
in strong fields : 


H 

. 6,690 

8,900 

95,100 

10,000 

10,360 10,810 

10,880 

11,200 

B 

. 2,796 

29,730 

30,820 

31,210 

31,630 31.720 

32,060 

32,360 

1 

. 1,700 

1.660 

1,700 

1,690 

1,700 

1,670 

1,690 

1,690 

fi 

. 4-18 

3-34 

3-24 

312 

3-09 

305 

2*94 

2'90 

whilst' 

with cast 

iron : 







fl 

3,900 

6,400 

7,710 

8,080 

9,210 


9,700 

10,610 

Ji 

19,660 

21,932 

22,830 

23,630 

25,680 

24,900 

25,000 

/ 

1,250 

1,240 

1,200 

1,230 

1,220 


1,210 

1,190 

fl 

5-04 

3-42 

2*96 

291 

2-67 


2-57 

2-46 


The intensity of magnetization reaches a saturation value beyond which no sensible 
increase occurs even though the strength of the field be doubled ; but there is no 
sign of any limit to the value of B. K. K. Harrow gave 1706 gauss as the saturation 
capacity of iron at 20°, and 1742 gauss at —253°. He also gave 19,000 as the 
permeability of electrolytic iron. P. Weiss’ value for the saturation capacity agrees 
with that given by K. K. Harrow, E. Dussler and W. Gerlach found that the 
saturation capacity of iron falls off with a rising temp. In a single crystal, in the 
tetragonal direction, at 20°, saturation was reached at about 150 gauss; at 629"^, 
at 4-0 puss ; at 680°, at 3-5 gauss ; and at 738°, at 2-5 gauss. H. E. J. G. du Bois 
alp obseped that iron at 0° in moderately strong fields, shows the following 
relations between the magnetizing force, H, and the intensity of magnetization, I: 
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Observations were made by H. Esser. J. R. Ashworth discussed the relationship 
strength of the alternating current and the intensity of magnetization ; 
/u ^^hiams, and J. A. Ewing and W. Low, the effect of transverse joints on 
the magnetism of iron bars; and K. L. Edwards observed that the magnetic 
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proittsitiee of iron lilmn suffer au abrupt change when the thickness exceeds about 
50w/i, and au abrupt decrease in the coercive force. The subject was studied by 
W. Koster, Maurain, A. J. Sorensen, and J. II Howey. H. E. Malmstroni 
observed no ageing efiect. H. L. Sanford and co-workers found that as the 
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Table XLIII.—Magnetization Constants of Steels. 
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diameter of steel wire decreases by wear, the magnetic permeability increases for 
low values of H, and increases for high ones. H. G. Byers and A. F. Morgan 
found that the magnetization of passive steel is more difficult than that of ordinary 
steel. H. Pender and R. L. Jones, and A. 6. Hill studied the effect which a 
variable magnetic field during annealing has on the magnetic properties; and 
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K. Houda aJid Y. SJbiniizu, and G. Tammanu and co-workers, the effect of 
colcl-work * 

A selection from the data of E. Gumlich and co-workers is given in Tables XLII 
and XLIII. Here H denotes the strength of the magnetic field ; 5, the induction ; 
fjLi the permeability; the reluctivity; the coercive force; 17 , the factor in 
C. P. Steinmetz’s equation and the saturation value. Observations were also 
made by S. Curie, T. Matsushita, E. M. Pugh, L. Holborn, S. Guggenheim, and 
R. A. Hadfield and B. Hopkinaon. P. Weiss gave for the saturation value of purified 
iron, /qo= 1706, and 477 / 05 —21440; B. 0. Peirce, /o^—1733, and 477 / 05 —21780; 
A. Campbell,/ 05 --I 717 , and 477 / 05 -21 580 ; and E. Gumlich, Ioo-1720-5, and 
477 /oc—21620. For iron alloys with jf) per cent, of carbon, E. Gumlich gave 477/00 
=21620—1580^?, when p is less than 1 per cent., and the alloy is slowly cooled, 
while for higher values of p, he gave 477 / 00 —20100--930 (jo—1); for alloys quenched 
from 850°, when p is less than 1*2 per cent., 477 / 00 —21620—3200p; and when 
quenched from 1100 °, when p is less than 1-1 per cent., 477 / 00 —21620—2060p. 
P. Weiss and R. Forrer calculated by extrapolation that the saturation intensity 
of a gram of iron is 12,393. C. F. Burgess and A. H. Taylor studied the permeability 
of purified electrolytic iron; ^ and H. Sachse, of iron dispersed in alumina, silica, or 



Fig. 294.—The Intensity of Magnetization of Fig. 295.—The Intensity of Magnetiza- 
Polycrystals of Iron. tion of a Single Crystal of Iron (Tetra¬ 

gonal Axis). 

strontium sulphate. N. A. Ziegler found that the magnetic permeability of uni¬ 
crystalline iron is many times as great as that of polycrystalline iron. C. Nusbaum 
and co-workers observed a marked increase in the maximum induction of steels as 
the rate of cooling decreased ; the maximum permeability also increased ; but the 
coercive force diminished. 

W. Gerlach, and K. Honda and 8 . Kaya observed that the characteristic features 
of the magnetization curve of an iron rod of single crystals of iron are: (i) The 
curve is almost straight up to an intensity of magnetization of 1000 c.g.s. units; 
(ii) then the curve shows two sharp breaks or bendings; (iii) the saturation 
of magnetization is much more easily attained than in the case of polycrystals, its 
value being 1707 (20° V.) (this saturation value almost coincides with the value 
1706 (19° C\) determined in a very strong field produced by an electromagnet); 
find (iv) the residual magnetism of single crystals is very small. The hysteresis- 
loss of the rods of single crystals and of those consisting of a gradual increasing 
number of polycrystals of iron were also measured. The results of K. Honda, 
H. Masiimoto and S. Kaya are summarized in Figs. 294 to 297. K. Honda and 
S. Kaya studied the magnetization curves of single crystals and found that in the 
(lll)-plane, the curves in the direction of the tetragonal, trigonal, and digonal 
axes, are almost straight up to intensities of magnetization of 1,400,900, and 1,000. 
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The curves then show sharp breaks or bendings twice, sometimes one more 
break is observable, but is not so conspicuous as the other two. The satura¬ 
tion of magnetization is much more easily attained with single crystals than with 
polycrystals, and its value amounts to 1717. The saturation in the direction of 
the tetragonal axis is reached at 70 gauss, and in the digonal and trigonal axes at 
650 and 450 gauss, respectively. In the (lOO)-plane, the direction of the tetragonal 
axis is more easily magnetizable than that of the digonal. In the {110)-plane, the 
directions of the tetragonal, digonal, and trigonal axes are in a decreasing order 
of magnetizability. In the (lll)'plane, Ihe space-lattice consists of a series of 
equilateral triangles. Below a field of 300 gauss, the direction of the sides of the 
triangle (the 6-axis) is more magnetizable than the bisector of the triangles (the 
a-axis) ; but above that field, the contrary is the case. The characteristic features 
of the curves for magnetization in different directions are as follows: In the (100)- 
plane, both parallel and perpendicular components of magnetization vary with a 
period of 90^^. For the parallel component, the direction of the tetragonal axis 
has the maximum magnetization, and that of the digonal, the minimum magnetiza¬ 
tion ; but for the perpendicular component, the magnetization vanishes in the 
direction both of the tetragonal and digonal axes and attains a maximum or 
minimum between them. Below a field of 3 and above 500 gauss, the parallel 
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Fig. 2{M). —The Intensity of Magnetization Fig. 297. —The Intensity of Magnetization 
of a vSingle Crystal of Iron (Trigonal Axus). of a Single Crystal of Iron (Digonal Axis). 

Component of magnetization in the (100)-plane is almost independent of the direction 
of the field. As the field increases beyond 3 gauss, the amplitude of the periodic 
change l)ecomes greater, attains a maximum and afterwards gradually decreases. In 
the (l00)-plane, these two coinj)onents of magnetization vary with a period of 180°. 
For the ])arallel component, the principal and secondary maxima takes place 
n*spectively in the directions of the tetragonal and digonal axes, and the minimum 
in the directions of 55° and 125° from the tetragonal axis. For the perpendicular 
component, the magnetization vanishes in the directions of the tetragonal, trigonal, 
and digonal axes, and attains a maximum or a minimum between them. The 
amplitude of this jieriodic change varies in a similar way to the case of the (100)-plane. 
In the (lll)-plane, the tw’o components of magnetization vary with a period of 60°. 
In w^ak fields, the parallel component of magnetization in the direction of the sides 
of the equilateral triangles forming the space-lattice is a maximum and that in the 
direction of the bisectors of the vertical angle of the triangle is a minimum; but 
in a stronger field above 3(X), the opposite is the case. The perpendicular component 
of magnetization vanishes in these two directions and attains a maximum and a 
uiinimum between them. The magnetization of strips of iron depends on the 
orientation of the crystals with respect to the applied magnetic field. W. E. Ruder 
observed that the permeability of crystals having their cube edges perpendicular 
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and parallel to the direction of the applied flux is 10 lo 25 times that which obtains 
when the crystals have their cube edges at an angle. The lowest magnetic permea¬ 
bility occurs when all the edges are 45° with the direction of the flux. The subject 
was also investigated by W. L. Webster, F. C. Powell, N. Akulofl, W. Gerlach, 
K. Beck, H. Gries and H. Esser, G. J. Sizoo, and N. A. Ziegler. W. Gerlach found 
that remanent magnetism is absent in ferromagnetic single crystals of iron of 
ordinary size; and J. Frenkel and J. Dorfnian consider that the phenomena of 
retentivity and hysteresis, observed in ordinary ferromagnetic bodies, are connected 
with the inner stresses characteristic of their structure. 

According to N. Akuloff, if a single crystal of iron or nickel be magnetized 
to a certain intensity, first in the direction of the principal axis, and then to the 
same intensity in any other direction, the difference in the resulting changes in 
length of the crystal parallel to the direction of magnetization, and the difference 
between the relative changes in electrical resistance and the area between the 
magnetization curves or the alteration in the internal energy, are all proportional 
to each other. N. Akuloff showed that for a single crystal of iron magnetized to 
its saturation value, the longitudinal and transverse changes of length accompanying 
changes in the direction of magnetization relative to the crystal structure can be 
explained by means of forces arising from the magnetic dipoles; and there is a 
direct proportionality between the energies involved in such changes in length 
and the energies required to produce the corresponding change of direction of 

magnetization. Both phenomena are due 
to the deviation of the same carrier of 
magnetic moment from its normal position 
of minimum energy in the crystal. Accord¬ 
ing to P. Weiss and R. Forrer, the pheno¬ 
menon of spontaneous magnetization shows 
that an unmagnetized body at ordinary 
temp, consists of small volumes magnetized 
in different directions so that the resultant 
effect is to give zero magnetic moment to 
the whole. Under the influence of a mag¬ 
netic field, some of these elements change 
their directions or produce their resultant 
moment. According to K. Honda and co¬ 
workers, and W. Gerlach, the coercive force 
and hysteresis loss which occur in single crystals correspond to the energy loss in 
breaking up the circuits of flux in the iron, and the more nearly perfect the crystal, 
the smaller the hysteresis loss. The magnetization thus occurs in two ways: (i) by 
a change from one cubic axis to another and it occurs in weak fields of a few gauss; 
(ii) by a break from the cubic direction and it occurs only in strong fields. Accord¬ 
ing to W. L. Webster, the value of the intensity of magnetization at which the break 
occurs will depend on the direction of the magnetic field relative to the crystal 
axes. When all the small elements in the crystal of iron have had their direction 
of magnetization changed to coincide as far as possible with the cubic directions 
nearest to the applied field, consistently with the condition that there should be 
no transverse magnetization, then any further increase of bulk magnetization must 
be produced by forced deviations from these cubic axes towards the direction of 
the applied field, and the knee will appear. The curves. Fig. 298, are based on 
those of K. Honda and 8. Kaya. With an applied field along a cubic axis, the 
second process will not appear at all and the initial rapid rise should continue 
right up to complete saturation. For the (110) and (111) directions the transition 
should take place at intensities \/i Vi of the saturation values. G. J. Sizoo 
found that with single crystals in which all mechanical strains had been eliminated 
W prolonged heating, hysteresis was present only in the region of low field-strength. 
There are discontinuities in the magnetization curve, and in the region above the 
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last discontinuity, the specimen is completely magnetized; at this point, the 
hysteresis branch forms a continuation of the reversible part of the magnetizing 
curve. The retentivity has the same general value as for ordinary polycrystalline 
iron. 

H. F. Parshall observed that the permeability of cast iron is diminished if 
cooled too rapidly, since combined carbon reduces the permeability. According 
to J. H. Partridge, the highest values for the induction and permeability are obtained 
with annealed cast iron. For high permeability, the graphite should be in the form 
of temper carbon ; the combined carbon, low ; and cementite absent. Cementite, 
added H. Nathusius, is a sure indication of poor magnetic properties. W. Koster 
and H. Tiemann studied the effect of annealing. II. F. Parshall said that between 

2 and 3 per cent, of graphite has no perceptible effect on the permeability. An 
excess of sulphur favours combined carbon and reduces the magnetic quality. 
F. Goltze also found sulphur to be prejudicial to the magnetic properties of cast 
iron. H. F. Parshall concluded that silicon annuls the effect of sulphur, and no 
inferiority was observed until the proportion exceeded 2 per cent. P. Reusch 
said that silicon precipitates graphite, and precipitated graphite lowers the magnetic 
induction. H. Nathusius said that silicon improves the magnetic properties of 
cast iron. F. Goltze, and J. IJ. Partridge observed that silicon decreases the 
magnetic induction, and the coercive force and the hysteresis loss are reduced with 
silicon in cast and annealed iron. An excess of phosphorus over 0*7 per cent, 
reduces the magnetic quality ; F. Goltze said that phosphorus reduces the permea¬ 
bility ; and J. II. Partridge, that phosphorus has but little effect on the magnetic 
properties. H. F. Parshall showed that manganese has little effect when present 
in its usual amounts, and this agrees with P. Reusch’s observations. F. Goltze, 
and J. H. Partridge found that manganese reduces the induction of cast and annealed 
iron, but with annealed iron, the coercive force and hysteresis loss are increased, 
and the remanent magnetism decreased. A. Schweitzer observed that up to 3 per 
cent, of aluminium reduced the magnetic properties of iron. J. H. Partridge 
observed that aluminium decreases the magnetic induction, permeability, and 
remanent magnetism, and raises Ihe coercive force and hysteresis loss ; whilst with 
the annealed iron, up to 1 2 >cr cent, decreases the induction and maximum permea¬ 
bility, but increases the coercive force and hysteresis loss. Amounts between 1 and 

3 per cent, increase very much the induction and permeability, and decrease 
enormously the coercive force and hysteresis loss. J. II. Partridge said that 
chromium acts like manganese and is prejudicial to magnetic induction both in the 
cast and annealed alloy, and that nickel behaves similarly. The presence of 
sufficient nickel, or nickel and manganese makes non-magnetic cast iron. The iron 
should be entirely austenitic. The presence of cobalt increases the magnetic 
induction and remanent magnetism, and increa.ses the maximum permeability 
of cast iron. The subject was discussed by H. O'Neil, P. Nicolau, and R. L. Sanford. 
W. F. Barrett found that the order of magnetic permeability of the alloys of iron 
is different from what is the case with the order of electrical conductivity. The 
most permeable alloys observed were those with silicon and aluminium ; the 
magnetic permeability of an alloy with 2*5 per cent, of silicon exceeds that 
of annealed iron of a high degree of purity up to a field of 10 e.g.s. units ; and with 
aluminium alloys, the magnetic permeability up to a field of 60 e.g.s. units exceeds 
that of the iron. The increased magnetic susceptibility of these alloys may be 
due to their action in removing traces of iron oxide from the metal. 

R. Gans, and W. Steinhaus and E. Gumlich showed that the ideal, reversible 
permeability curve of mild steels is infinite in weak fields. C. Bieler-Butticez 
studied the effect of cold-work on the magnetic properties of iron. A. Kussmann 
and B. Scharnoff observed no relationship between the magnetic hardness or coercive 
force and the mechanical hardness with alloys of iron and nickel with copper, 
aluminium, and chromium ; but C. Nusbaum observed that the coercive force of an 
eutectoid carbon steel is in a good agreement with the scleroscopic hardness when 
VOL. XIII. s 
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the bteel ha.s been cooled at different rates. W* M. Hicks found that aluminium, 
phosphorus^ and arsenic decreased the coercive force and hysteresis loss of iron, 
and aluminium largely increased the permeability. G. Malmberg, and H. E. Dillei 
discussed the effects of small proportions of different elements on the magnetic 
permeability of iron- vide infra^ the alloys of iron. 

The permeability was measured by A. M. Armour, M. Ascoli and F Lori, J. M. Baldwin, 
R. Beattie and H. (lerrard, R. Becker, G. Belloc, R. Bown. A. Campbell, H. le Chatelior, 
W. L. Cheney, C. Chistoni and (b G. de Fecchi, S. 8. Clark, R. K. B. Crompton, G. Delbart, 
H. Pb Diller, C. V. Drysdale, E. Dumont, A. Durward, V. Erliardt, J. W. Esterline and 
R. B. Treat, J. A. Ewing, H. Frank, O. FrOlich, R. Cans, ¥. (Joltze, A. Gray, R. C. Gray, 
E. (iumlich and co-workers, E. T, Harrison, E. Haupt, C. Heinke, P. Holitsclier, R. Hugi^s, 

A. lliovici, H. Kami)8, Y. Kato, A. FI. Kermelly, W. N. Kemot, I. Klemencic, J. KOnigs- 
berger, A. Koepsel, W. KOster, H. Lange, G. (\ Harris, J. A. Mathews, D. Mazzotto, 
J. T. Morris and T. H. Langford, E. Mullendorff, W. H. F. Murdoch, B. Neumann, P. Nicolau, 
J. H. Partridge, B. O. Peirce, A. Perrier, Lord Rayleigh, P. Reusch, Fb Rhoads, .f. Sahulka, 
G. F^. C. Searle, F]. Schmidt, W. Schmidt, E. K. Scott, R. Shitla, B. S. Summers, T. Swin- 
den, R. van Tongel, M. E. Thompson, S. P. Thompson, A. M. Thicssen, J. Trowbridge 
and E. P. Adams, A. Turner, (i. R. Wait, If. S. Webb, M. Wien, R. L. Willis, Fb Wilson, 
and J. Wiirschmidt ; and H. Kainps studied the effect of a layer of oxide on the magnetic 
properties of irCn. 

A. W. Rucker measured the step-by-step magnetization of iron. S. Procopiu, 
and T. Spooner studied the effect of a superposed alternating field on the magnetic 
permeability of iron. E. W. Marchant found that the permeability of iron subjected 
to an oscillatory discharge of 10,(XX) to 100,(K)0 cycles ])er second is not sensibly 
different from the result obtained by ballistic tests. The damping of the oscillations 
was more rapid with thicker iron wires ; and with cores of solid iron, the discharge 
was reduced to one-half oscillation. J. R. Martin, E. Kranter, W. Kartshagin, 
and W. Arkadieff measured the magnetic properties of iron for alternating fields 
from zero to very high frequencies ; R. Gans, and G. Vallauri for slowly rotating 
fields ; whilst M. J. 0. Strutt, and L. Tonks measured the effects of a high-frequency 
rotating field—from 52,(KX) to 170,(X)0 cycles per second. W. K. Mitiaeff reported 
an anomalous change in the permeability of iron at radio-frequencies, but it could 
not be verified by G. R. Wait and co-workers. R. Urbschat, E. M. Guyer, G. Laville, 

B. Wedensky and K. Theodortschik, 0. M. Corbino, W. H. Eccics, \V. K. Mitiaeff, 
J. B. Hoag and H. Jones, and C. Gutton and I. Mihul studied the permeability 
of iron at high frequencies; and S. K. Mitra, the demagnetization of iron by 
electromagnetic oscillations of frequency up to 5(X),(KX) per sec. \j. Tonks, and 
J. Grant also studied the beliaviour of iron in electromagnetic fields of high 
frequency. M. Tschetverikova observed the demagnetization of iron in damped, 
magnetic, alternating fields, and with short Hertzian waves A - 28 to 17(X) cm. 
Slow alternatic fields demagnetize iron only when the field-strength is below 2-3 

gauss. No demagnetization was observed with 
undamped waves, and B. Wedensky and 
K. Theodortschik observed that there is an 
anomaly. Demagnetization phenomena were 
studied by R. Forrer and J. Martak in the per¬ 
meability of iron in oscillating magnetic fields, 
but H. Bown, and G. R. Wait and co-workers 
observed no change in the permeability of iron 
exposed to radio-frequency vibrations. 

If a long, thin, unmagnetized rod be placed 
in the solenoid, and the current be gradually 
increased from zero to a maximum value, OH, 
Fig. 299, the resulting BH-cuive will be re¬ 
presented ))y, say, OGE, where HE represents the maximum flux density or in¬ 
duction. Let the current be now reduced to zero, when the curve E^L is 
oldained : here OA represents the flux density or residual magnetism or rema- 
nepce. Let the current now be reversed in direction, thus tending to magnetize 



50-^-30-20-10 0 io 20 \ 

Mdg-netiz/ng force, 

F^(.. ('yrlir !Map,ru*tiziilion 

HvstoTVhis Loop. 


IRON 


259 


in the opposite direction, and gradually increased to a maximum OH'. The 
curve ACF is now obtained. Here OC represents the valiu' of the reversed 
magnetizing force necessary to reduce the flux density to zero, or to wii)e out llie 
residual magnetism, or remanence. Here OC is the so-called coercive force, or 
a kind of magnetic hardness. On again decreasing the magnetizing current to zero, 
and reversing so as to increase the induction to its maxiTiuim value, the curve 
FBDE is traced. If the cycle be repeated, the curve will he retraced, hut the 
initial path, OGE, is not followed unless the specimen is first completely demag¬ 
netized. The magnetic effects are liable to persist, or lag behind the a})plied 
force. Thus, the value of B when H is decreasing is always greater than when 
H is increasing. When II is zero, B still has a definite value, and a reversal ol the 
magnetizing force is necessary to bring B to zero. 

The time-lag of the intensity of magnetization, /, on the change of magiudizing 
force, //, is called the magnetic viscosity. When annealed wrought iron is suh- 
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reciprocal ot the perme¬ 
ability of iron is termed the reluctivity, and T. F. Wall gives the values sliown 
m Fig. 300 for the reluctivities of some ferromagnetic metals annealed iron, 
annealed steels, cobalt, nickel and Heusler’s alloy. V. Nusbaum and co-workers 
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studied the relation between the reluctivitv and the structure of eutectoid carbon 


steel - mde supra, Fig. 3(X). 

J. A. Ewing applied the term hysteresis to the lagging of the magnetic induction, 
or flux density, beliiiid the magnetic force which produces it. E. Warburg showed 
that the area of the hysteresis loop is proportional to the energy lost in the specimen 
owing to the change in its magnetic condition. The energy, W, dissi])ated owing 
to the so-called hsTSteresis loss, represented by the area of the loop FCAKDB, 
Fig. 299, can be expressed in ergs per c.c. per cycle. This wa^ verified by 
J. A. Ewing, J. Hopkinson, and Lord Rayleigh. The dissipation of energy 
produces a thermal effect which is observed during cyclic reversals of the 
magnetization. 


The phenomenon was studied by J. A. Ewing, G. Kapp, A. Tanakadate, L. T. Kobiiibon, 
•T. P. Joule, W. R. Grove, J. G. S. van Breda, J. Janun and G. Roger, F. W. (\instant, 
M. Fukuda, L. Pilleux, A. Gazin, E. Edlund, Lord Kelvin, R. Cans, K. Uller, H. A. Dickie, 
W. M. Mordey and A. G. Hansard, C. E. Guye and A. Schidlof, H. Nathubius, A. Gradeiiwitz, 
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F. Niethanmier, K. Heyama, M. E. Ricea and B. McCollum, E. E. F. Creighton, M. G. Lloyd 
and J. V. S. Fisher, R. Beattie and P. M. Elton, A. Eboling and E. Schmidt, F. F. Martens, 
A. D. Adams, F. C. Langenberg and R. O. Webber, M. Brylinsky, R. G. Loyarte, 
N. Danielsen, C. E. Webb and L. H. Ford, E. Spuhrmann, S. W. Richardson and 
L. Lownds, L. M. Potts, A. Dina, R. Hiecke, G. F. C. Searle and T. G. Bedford, T. Gray, 
F. G. Bailey, G. (j. Gerosa and co-workers, H. Nagaoka, W. Kunz, C. G. Knott, A. Abt, 
J. Swinburne and W. F. Bourne, W. H. Preeee, J. Schneider, N. Nikitin, J. Trowbridge, 
J. Trowbridge and W. N. Hill, H. Herwig, J. Borgmann, E. Miillendorff, E. A. Watson, 
A. Kilims, r. Duhem, F. A. Woilie, E. Holler, H. F. Parshall, C. Maurain, E. Wilson, 
E. Schmidt, G. Hannack, A. Wassmuth, M. G. Lloyd, R. Richter, J. Herrmann, P. Weiss and 
V. Planer, G. Vallauri, ,T. H. Andrew and co-workers, P. H. Dudley, B. G. Churcher, 
(\ W. Burrows and F. P. Fahy, N. J. Gebert, S. R. Williams, R. L. Sanford and co-workers, 
(\ Nusbaiim, TT. Alfven, B. H. de Waard, W. Neumann, D. Foster, and E. Warburg 
and L. Honig. 


R. Wiirhurg observed tliat 6S per cent, of tlie energy represented by the area of 
I lie hysteresis loop is dissipated as heat; A. Tanakadate observed 80 per cent. ; 
r. KlenKMU ic, 100 per cent. ; and F. A. Weihe, 80 per cent, for iron, and 73 per 
cent, for steel. The subject was studied by W. B. Ellwood. According to W. B. Ell- 
wood, on travoxsing the hysteresis loop from 290 to 20 gauss, lient is evolved l>y 
the iron; on passing from 20 to --6 gauss, the iron cools suddenly; from —6 
to - 90 gauss, the iron rapidly becomes warm ; and as the field passes from —90 
to —290 gauss, the iron is cooled. C. H. Willis emphasized the value of a high 
proportion of silicon in steel when it is desired to prevent losses by hysteresis and 
eddy currents. J. R. Ashworth studied the changes in the energy of iron cooling 
through the critical temp. ; and N. W. McLachlan, the heat produced when iron 
is magnetized by high-frequency alternating currents. E. Condon discussed a 
possible directional hysteresis in iron. 

A. J. Sorensen, R. L. Edwards, J. D. Hanawalt and L. IC Ingersoll, 
E. P. T. Tyndall, and L. C. Jackson discussed the magnetic properties of thin films 
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FiCJ. ,301. —The Effect of Carbon on the 
iI}htcresiK Loss of Iron-Silicon Alloys. 


of iron. C. Maurain found the thin¬ 
nest film of iron showing magnetic 
])roperties was a millionth of a milli¬ 
metre in thickness. E. F. Burton and 
B. Phillii )s obscrveif tliat the magnetic 
susceptibility <>f a colloidal solu. of 
iron ill methyl alcohol is stronger than 
it would Jiavc been if tin* iioii w'cre 
present as a ferric salt, and yet weaker 
than iron alone. It is concluded that 
each particle of iron is surrounded by 
a compound of iron -say, the hy¬ 
droxide. The subject was studied by 
JI. Jsnardi, C. G. Montgomery, and 
R. Gans; whilst B. 8peed and 
(b W. El men investigated the magnetic 
}>roperties of compressed powdered iron. 

T. D. Yensen summarized his ob¬ 


servations on the effect of carbon and silicon on the hysteresis losses, in ergs per 
cm. cube per cycle for B 10,000, in Fig. 301. Every 0*001 per cent, of carbon 
raises the hysteresis loss about 10 per cent, provided less than 0'0(J8 per cent, of 
the carbon is present in solid soln. so as to form part of the iron lattice. 
Nitrogen and oxygen are thought to behave similarly. With electrolytic iron 
containing 0*005 per cent, of carbon, the maximum permeability increased with 
addition of carbon from 25,000 to 61,OCX) with 0*06 pex cent, of carbon, and 0*4 
per cent, of oxygen. It is assumed that here the added carbon deoxidized the 
iron and left in the metal no oxygen and only about 0*005 per cent, of carbon. 
For hydrogenized iron, vide sujyra, S. Saito studied the saturation value of 
cenientite and of the complex carbides with tungsten and Vith chromium. 
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T. D. Yensen showed that the hysteresis losses of iron are influenced by the gram- 
size. J. R. Ashworth studied the anhysteresis of iron, and the hysteresis of iron 
cooling through the critical temp. 

The time lag in the magnetization of iron was attributed by C. Lapp to magnetic 
viscosity, and not to induced currents as supposed by R. M. Bozorth. J. Hopkinson 
and E. Wilson, E. Donati, and T. R. Lyle and J. M. Baldwin studied the rate of 
propagation of magnetism along iron rods. 0. Grotrian showed that with a 
cylinder of iron magnetized in the direction of its axis, with low saturation, the 
magnetization of the periphery is greater than that of the axial portions. M. Ascoli 
and F. Lori discussed the distribution of induced magnetism in iron. I. Klemencic 
observed that the magnetic permeability of iron is different in circular and axial 
directions, and the phenomenon may be called magnetic double refraction. The 
permeability with soft iron is smaller around the axis than in the direction of the 
axis ; and in the process of drawing hard iron or steel, the metal obtains a stronger 
permeability axially than in the circular direction. W. Penkert showed that 
when a long, straight bar is excited by a magnetizing coil saturated at the centre, 
the lines of force which pass through tlie coil do not keep in the iron up to tlie end, 
but emerge into the air at all points along the length of the bar. This explains 
why the induction of the bar falls off continuously as the distance from the central 
source of magnetization is increased. 

According to W. M. Mordey, the slow change which occurs in the permeability 
of iron is not due to progressive magnetic fatigue caused directly by repeated 
reversals. Neither magnetic nor electric action is necessary for its production. 
It is a physical change resulting from a prolonged heatmg at a very moderate 
temp. The change is greater if pressure be apjdied during the heating, and it is 
not produced when iron is not allowed to rise in temp, more than a few degrees 
above atm. temp. A similar effect is produced by hammering, rolling, or heating 
to redness and cooling quickly, and the iron returns to its original state when 
re-annealed. The iron does not return to its original conditions if kept unused, 
and at ordinary temp., for long or short periods. 1). Mazzotto found that the 
effect of ageing is a maximum at 1‘U . The sidqect was discussed by R. ]j. Dowdell, 
H. Kiililewein, and T. E. Green. 

T. Sone examined tin' magnetic jiroperties of electrolytic iron de[)osited in a 
magnetic field, and he found that the curve of initial magnetization lies consider¬ 
ably higlier that it does with specimens obtained in a zero field ; the loop of the 
hysteresis curve is also wider tlian it is with ordinary iron, but the magnetic held 
applied during electrolysis docs not sensibly affect the liysteresis curve. The 
hysteresis curve of electrolytic iron deposited in a magnetic field becomes flatter 
with the la])se of time as the molecules settle down slowly to a state of equilibrium. 
Annealing liastens this change. II. Ifanemann and P. J). Merica observed a close 
and nearly linear relation between the elastic limit of soft iron, and the values of 
the stress at which permeabdity maxima occur as the metal is elongated. 

H. Barkhausen observed some discontinuities in the magnetization of certain 
ferromagnetic materials, which liave been called the Barkhausen effect. The 
Barkhausen effect, (IB/dH, represents the change of induction dB with change of 
magnetic field dH ; tlie rate of change of induction being represented by dBjdt, 
and the rate of change of the magnetic field by dH/dt. H. Barkhausen, and B. van 
der Pol attributed the effect to the sudden re-orientation of groups or changes of 
molecular magnets, possibly all the magnets in a single crystal turning 
simultaneously. There is a larger effect in hard-worked than in annealed materials. 
The change occurs on the deeper parts of the hysteresis loops of hard-worked iron 
and permalloy. E. P. T. Tyndall found that the size of the discontinuities does 
not depend on the grain-size of silicon steel; and G. J. Sizoo made a similar observa¬ 
tion with regard to electrolytic iron. R. M. Bozorth observed that the larger 
discontinuities on the steeper parts of the hysteresis loop correspond with the 
complete reversals of magnetization of about 10 ^^ atoms, or a vol. of 10-® c.c. 
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The effect has been studied by W. Gerlach, W. Gerlach and P. Lertes, J. D. Ball 
and W. E. Ruder, E. C. Stoner, B. del Nunzio, I. Langmuir and K. J. Sixtus, 
A. von Hippel and co-workers, W. Brandt, D. G. C. Luck, F. J. Beck and 
L. W. McKeehan, P. Weiss and G. Ribaud, K. Zschiesche, S. R. Williams, 
R. M. Bozorth and co-workers, F. Preisach, J. Frenkel and J. Dorfman, 0. Tesche, 
A. Cisinan, E. T\ T. Tyndall and J. M. B. Kellogg, S. Procopiu, S. Procopiu and 
T. Farcas, K. J. Sixtus, K. Sixtus and L. Tonks, H. Biron, K. Steimel, and 
J. Pfaffenberger. C. W. Heaps and J. Tavlor found that with high speeds of 
magnetization there are more and smaller discontinuities as the speed is slightly 
reduced ; and with large reductions of speed, there are fewer discontinuities in 
ordinary specimens than for high steels. The mechanical Barkhausen effect 
obtained by twisting or stretching occurs with iron and annealed nickel, and it 
almost disappears when the magnetization approaches saturation. A hard steel 
ball of fine homogeneous structure showed no discontinuities. ]). Foster observed 
no breaks in the knee of the magnetization curve of single crystals of iron. 
R. Forrer also observed that the Barkhausen effect is strongly influenced by 
internal strains. E. P. T. Tyndall did not accept the hypothesis of W. Gerlach and 
P. Lertes, and K. Zschiesche said that the effect depends on magnetostriction, but 
it is in agreement with the work of L. W. McKeehan, and C. W. Heaps and 
J. Taylor. The strains set up by magnetostriction-—wife infra —when relieved 
discontinuously produce the jumps of induction. H. Rindfleisch studied the 
effect of helium and neon on the Barkhausen oscillations. 

The magnetization curves and hysteresis loops of single crystals of iron made 
by W. Gerlach show breaks or abrupt changes of slope ; and this was also con¬ 
firmed by E. Dossier and W. Gerlach, 11. Gries and H. Esser, and G. J. Sizoo. 
On the other hand, D. Foster, E. Wollman, and D. Foster and R. M. Bozorth 
observed no breaks in the curv(‘. The discrepancy is due to the need, in the former 
case, for applying corrections for the field intensity which usually goes through a 
rather sharp maximum in the same range of magnetization as is occupied by the 
knee of the curve. R. Goldschmidt discussed the relation between permeability 
and hysteresis. 

C. P. Steinmetz obtained an empirical relation between the work, If, lost by 
hysteresis effects, when r; is constant for any one specimen, and it is 

called the coefficient of hysteresis, J. A. Ewing said that 1*59 is more in accord 
with the published data than 1*6 for the general constant. The formula is applic¬ 
able for the range of magnetization used in electrical engineering, but is not 
applicable for very weak or very strong magnetic fields^ The subject was investi¬ 
gated by J. A. Ewing and H. G. Klaassen, W. Elenbaas, A. E. Kennelly, J. A. Flem¬ 
ing and co-workers, M. Nakamura, H. F. Parshall, etc. The values of rj for soft 
iron ranges from 0*001 to 0*003 ; for annealed high carbon steel, 0*008 ; and for 
hardened steel, 0-025. Some values for steels with different heat-treat merits are 
indicated in Table XLIIT. (\ P. Steinmetz observed that for many kinds of iron, 
the ratio rjjHc, is a constant^ here denotes the coercive force. For H with a 
maximum of 500, S. Curie obtained linear relation between the coercive force 
and the hysteresis coefficient. The following values were given by G. P. Steinmetz, 
W. F. Barrett and co-workers, A. Ebeling and E. Schmidt, E. Gumlich and 
E. Schmidt, S. (hirie, and (\ Benedicks : 

y/ma\ . 40 4r. 90 100 150 205 500 505 

T]!ffc . 0-00131 0 0O1O5 0-00103 0*00110 0-00105 0*00092 0*(K)072 0-00062 

//,Tia\ ... 4-9 10*1 14*4 18-9 23*5 30 82 

rjIHc . . 0*0066 0*0026 0 0023 0*00155 0*00128 0*00114 0*00098 

G. Benedicks studied the relation 0*0(X)67+0-0257/Z/,nax. J ^* Gumlich and 
E. Schmidt, and C. Benedicks, the relation /x—aR/H^niax.j where R denotes the 
remanence, and a is a linear function of the coercive force, a==a-fjS//c, where a 
and jS are constants; and C. Benedicks, the relation R—I^Hda. D. Foster 
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found that with single crystals of iron, the hysteresis loop is characterized by 
extremely steep sides with sharp corners and high remanence. The coercive force 
for gauss is 0*4 gauss, and in respect to the effect of orientation there 

is a qualitative agreement with earlier work. The initial permeability is about 
175. The maximum permeability occurs at a field intensity of about 0*8 gauss. 
N. Akuloff observed that the remanence and hysteresis loss with single crystals can 
be expressed as a function of tlie magnetization, and are not affected by mechanical 
stresses, but L. W. McKeehan and co-workers do not agree with this statement. 

According to T. J). Yensen, the values given by different investigators for the 
magnetic permeability of the purest available foHns of “ iron * have risen in a 
remarkable way, from H. A. Rowland’s 2,500 obtained in 1873, to his own value 
of 61,(KK) obtained in 1528. His summary of the results is given in Table XIJ\'. 

Tablu XLIV.—The MA^iNETir J*krme\B iLiTi of “Iron.' 
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Values greater than /x—40,(KK) were obtained by using electrolytic iron previously 
fused in vacuo, and by the addition of 0*15 per cent, of silicon, values exceeding 
50,000 were obtained. The effect of the silicon was attributed to its cleansing 
action in removing oxides. By extrapolating values for iron with traces of impuri¬ 
ties, indications were obtained that iron will be obtained with an enormous per¬ 
meability, and a zero hysteresis Annealed, electrolytic iron with only 0*06 per 
cent, of carbon has been obtained with a permeability of 61,000, and a hysteresis 
loss of 300 ergs per c.c. per cycle. E. Wilson studied high permeability iron. 
R. L. Sanford and W. L. Cheney found the maximum induction and coercive force 
for Norwegian iron to be 15,900, and 5*0 respectively; for Bessemer steel, 15,900, 
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and 9*0 ; for 0*85 per cent, carbon steel—annealed, 14,310, and 13*0 ; oil-quenched, 
9380, and 53-0 ; and water-quenched, 9800, and 66*5. 

C. Maurain examined the magnetic properties of iron deposited in a magnetic 
field; B. Speed and G. W. Elmen, the magnetic properties of powdered, electro¬ 
lytic iiun compressed into rods. R. Bornstein was unable to determine the relation 
between the density of iron and magnetization, but W. Trenkle observed that with 
compressed rods of iron powder and clay, with equal magnetizing forces, the 
magnetization and susceptibility of iron powder alone is always greater than that 
of a mixture of iron powder with a substance which cannot be magnetized. The 
magnetic saturation of iron powder is greater than that of the diluted powder. 
If the massive rod is distinguished from a rod composed of powder only by its 
density, the magnetization of iron falls with its density, and the magnetic saturation 
is less as the density is smaller. Hence, the magnetic force required to attain 
an eq. value of saturation is greater for iron alone than for diluted iron. Variations 
in density do not produce so great an effect on the course of magnetization, 
as variations of the dimensions of the elliptical or cylindrical form of the 
rods. W. Koster discussed the influence of inclusions in iron and steel on the 
coercive force. 

H. Trosien, and T. Spooner investigated the effect of a superposed alternating 
field on the hysteresis loss. M. von Moos and co-workers, and 0. von Auwers 
did not find that the hysteresis losses in watts increased proportionally with grain- 
size ; and if N denotes the number of grains per sq. mm., the loss in watts—JaiV-j-ft, 
where a and h are constants. 

Vibration increases the magnetic susceptibility of iron, and reduces the reten¬ 
tiveness and hysteresis. Three centuries ago W. Gilbert showed that a bar of 
iron can be magnetized by hammering it while it is situated in the earth's magnetic 
force. According to J. A. Ewing, a bar of iron held vertically and subjected to. 
no mechanical disturbance, acquires only a very feeble trace of magnetism owing 
to the weakness of the vertical component of the earth’s magnetism, but if sharply 
tapped, it becomes a fairly strong magnet, which persists after the bar has been 
withdrawn from the field, until it is expelled by further tapping or by the application 
of a moderately strong magnetic force of opposite sign. The magnetism acquired 
by an iron ship in building, and that acquired by the shock of rupture when iron 
or steel is broken in the testing machine are also examples of the phenomenon. 
Soft, annealed iron is most susceptible to the vibration, so that a gentle rubbing 
will impart magnetism to soft iron in the earth’s magnetic field, or remove much 
of the residual magnetism left when a strong magnetizing force has ceased to act. 
The magnetic effects of hysteresis almost entirely disappear from soft iron if the 
piece be gently tapped during the application and removal of the magnetizing 
force. This subject was further investigated by W. Scoresby, E, Warburg, 
E. Wiedemann, G. Wiedemann, M. L. Frankenheim, L. Kiilp, M. Otto, R. Jouaust, 
G. Mars, C. Fromme, F. G. A. Berson, W. Brown, H. and F. Streintz, E. Villari, 
E. Fossati, J. A. Ewing, J. A. Ewing and H. G. Klaassen, J. Hopkinson and 
E. Wilson, G. Henrard, and E. D. Campbell and G. W. Whitney. II. Geweeke 
studied the effect of temp, on the retentiveness. 

H. Tomlinson examined the effect of temp, and other conditions on the con¬ 
stants a and b in the relation where a denotes-the initial permeability. 

The dissipation of energy depends on the value of b ; and he found that the internal 
friction in any complete cycle may be decreased by repeating the cycle so that 
the molecules appear as if they are accommodated to the process. The accommoda¬ 
tion of freshly annealed iron can be largely aided by repeatedly raising the temp, 
of the metal to 100°, and then allowing it to cool. The accommodation is disturbed 
by slight mechanical shocks, small changes of temp., or by magnetization beyond 
certain limits. Under these influences, the internal friction or viscosity may for 
a time, or even permanently, be considerably increased. The values of a and 6 
are temporarily increased when the temp, is raised from 0° to 100°: 
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L. Tonks found that the susceptibility decreases with increasing frequency ; 
the hysteresis angle, tends to increase with frequency, ajid for a given frequency 
reaches a maximum for I at about 500; whilst the hysteresis energy loss per 
cycle, E, increases with frequency for constant magnetic intensity, and decreases 
for constant field. The exponent, a, in the equation E=AH°- increases from 2-9 
to 3-37 as the frequency is increased from 52,000 to 172,000 cycles per second. 
The subject was studied by W. E. Surapner, M. MacLaren, N. Jl. Williams, 
S. W. J. Smith and J. Guild, B. Wedensky, B. Wedensky and K. Tlieodortschik, 

G. R. Wait, E. F. W. Alexanderson, J. Zenneck, and K. Kreielsheimer. 

W. Gilbert observed that when an iron needle is red-hot, it is not attracted by 
the loadstone, but it is again attracted when the needle has cooled— vide supra^ 
allotropes of iron. The phenomenon was also observed by J. Canton, R. Boyle, 
P. Erman, G. G. Hallstrdm, H. B. de Saussure, P. Barlow and C. Bonnycastle, 
M. Mauritius, W. Ritchie, T. J. Seebeck, M. Faraday, E. Becquerel, T. Cavallo, 
A. Brugmans, and C. Matteucci. C. A. Coulomb studied the period of vibration 
of a heated magnetic needle in a field of known intensity. S. H. Christie noticed 
that when a magnet is heated, a sensible loss of magnetism occurs at about 38° ; 
that the diminution of magnetic moment is not a linear function of the temp, 
because the rate of change increases with the temp., and that the moment of the 
magnet is increased, cooled by a freezing mixture, but returns to its original value 
when the original temp, is restored. II. A. Rowland found that the magnetic 
susceptibility of iron for small fields is greater at high temp, than at low ones, 
while for large fields, the reverse is true. C. Baur found that the rate of increase 
of permeability is greater for high than for low temp., while as a critical temp, is 
approached, the permeability decreases rapidly for strong and weak magnetic 
fields and finally approaches unity. R. Pictet found that with a compound horse¬ 
shoe magnet, the strength of the magnetic attraction was 57-31 grins, at 30°; 
61-04 grms. at 0° ; 68-15 grins, at —50° ; and 75-80 grms. at —100°. J. R. Ash¬ 
worth found that when a magnet is heated to ^°, and cooled, the relation of the 
intensity of magnetization, /, to temp, is represented by I=lQ(l^ad), where the 
coeff. a is negative ; but with drawn wire, a may be positive so that the magnet 
increases in magnetization as the temp, rises. The coeff. is positive only when the 
wire is in the commercial drawn state, for it becomes negative when the wire is 
annealed, or glass-hard. H. M. Loomis, and C. C. Trowbridge discussed the 
magnetic permeability at low temp. 

The permeability was further investigated by W. Arkadieff, J. R. Ashworth, T. Bergluiid 
and A. Johansson, F. O. A. Berson, H. F. J. G. du Bois. R. Cazaud, H. le Chatelier. O. Claus, 
F. H. Crapper, F. Czorlinsky, L. Dufour, L, Dumas, E. Dmiiont, T. A. Edison, vS. Fvershed, 
F. P. Fahy, M. Faraday, L. Fraichet, C. Fromino, R. Cans, J. M. Gaugain, J. F. F. Gordon 
and W. Newall, J. Greger, K. W. Grigoroff, (J. K. Guillaume, E. (iumlich, C. Hansteen, 
J. von Harlem, F. P. Harrison, S. Hilpert, K. A. Holmgren, K. Honda, K. Honda and 
S. Shimizu, K. Honda and Y. Ogura, J. Hopkinson, P. Jouhin, G. Kapp, W. Kreielsheimer, 
A. T. Kupfier, J. Lament, P. H. Ledeboer, F. Lydall and A. N. S. Poekington, N. N. Malov, 

H. Nathusius, R. A. Newall, F. Ollendortf, H. K. Onnes and A. Perrier, F. Osmond, 
A. I‘erkins, H. F. Parshall, F. Piola, D. Radovanoviteli, P. Riess and L. Moser, A. W. Riieker, 
R. L. Sanford, W. Schneider, E. H. Schulz and W. Jenge, T. Schwedotf, W. Scorosby, 

J. B. Seth and co-workers, C. Shenfer, S. W. J. Smith and co-workers, F. Stablein, 
A. F. Stogoff and F. I. Peltz, E. Take, H. Tomlinson, J. Trowbridge, V. R. Underhill, 

K. Volkova, A. Wassmuth, P. Weiss and J. Kunz, P. Weiss and H. K. Onnes, F. Wever and 
P. Giani, G. Wiedemann, M. Wien, L. R. Wilberforce, S. R. Williams, R. L. W ills, H. Wilde, 
W^ W'olinan and H. Kadcn, and W^ R. WYight, etc. 

J. Hopkinson found that for small fields—say, 3 dynes—with wrought iron, a 
rapid rise of permeability begins at about 600°, reaches a maximum at 775°, and 
falls abruptly to unity at 785°; while for large fields, the permeability remained 
practically constant up to 600°, and then fell rapidly to unity. Mild steel behaved 
in a similar manner except that the permeability had a smaller maximum, and 
became unity at 735° ; whilst for hard steel, the lowering of the maximum was 
niore pronounced, and disappeared at 690°. During the cooling, the magnetism 
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of wrought iron reappeared at practically the same temp, as that at which it dis¬ 
appeared, but with steels there was a marked lag which increased with the carbon- 
content. D. K. Morris observed that annealed Swedish iron gave temperature- 
permeability curves with a distinct minimum near 550^^, and that this result was 
not obtained with charcoal iron. R. L. Wills observed that the maximum per¬ 
meability occurs with weaker fields as the temp, is raised, and that the relation 
is nearly linear. With alloys, as the proportion of iron decreases, the difference 
of temp, between the disappearance and reappearance of magnetism is increased. 
W. del Regno, A. Regner, J. G. Gray and H. Higgins, E. Osmond, (\ E. Guillaume, 
and E. Dumont also studied the subject wnth alloy steels. According to J. A. Flem¬ 
ing and J. Dewar, the permeability of annealed Hwedisli iron for all fields is less 
at low temp., while for un-aunealed and hardened iron, it increases as the temp, 
is lowered. T. Claud observed that a reduction of the tein]). lowered the hysteresis 
and permeability. K. Honda and S. Shimizu observed tluit the permeability and 
hysteresis loss in liquid air decreased for small fields, but increased for large ones. 
C. W. Waggoner obtained similar results for low-carbon iron. J. A. Fleming 
observed that annealed, low-carbon iron has an increased jiermeability for all 
fields at low temp., while in liquid air, annealed high-carbon steel has a smaller 
permeability. In a broad way, it appears as if a low' tern]), decreases the per¬ 
meability of iron with a large proportion of carbon, and an opposite effect is pro¬ 
duced wdth iron having a small percentage of carbon, rf. Stauber found a lowering 
of the temp, diminished the hysteresis loss of these sU^ds, but wuth liigher mag¬ 
netizing fields 30 gauss—both permeability and hysteresis-loss increased with a 
decrease of temp. C. Barus and V. Strouhal observed that the prolonged action 
of steam on magnets reduces their magnetic |K>wer very considerably ; but if 
re-magnetized, they are less sensitive to deterioration from heat and vibrations. 
R. Forrer and J. Schneider found that the magnetization of iron annealed at 200'’ 

to 400'^ and at 45(C to 90(C is different, 
0600 ———\~ VA I 'in consequence, they supposed 

- l 000gauss - there are two allotropes, both of 

0’375 - ' I ~ \ T i ^ which are stable at ordinary temp. 

j 2 \ 1 ^llwood studied the change 

0’750 [ V tit of temp, which occurs during magneti- 

0'2 _._| 4 _ zation. F. Bitter also studied the 

1 V -V magneto-caloric effect. K. Honda and 

^ 1 I 1111 —1 co-workers found for the heat evolved 

0’9^ 0-96 0-90 /OO 102 hOO 0/Q during magnetization, the net energy 

Fin. 302.-TheEfte. t of Temperature on the magnetization i. less than 50 per 
Hesiatance and file Magnoto-calorif Kffoct. cent, of the total energy, and the 

greater part of the applied energy is 
dissipated as heat. The energy dissipated on magnetization nearly (*oincides w'ith 
that thermally observed. The calculated and observed data are : 
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Tungsten steel 
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.5-31 > 10* 

41 y 10* 

3-43 

10* 

Magnet steel . 

20-7 > 10* 

13 2 < 10* 

15 0 < 10* 
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H. H. Potter measured the magneto-caloric effect as a function of tern]). The 
quantity is represented as a product of the sp. ht., c, and the rise of temp. The 
results for fields of 7000 gauss are indicated in Fig. 302, along with the effect of 
temp, on the change in the resistance produced by a magnetic field of 7000 gauss. 
0 denotes the Curie temp., 1050° K. The changes in resistance are proportional 
to changes m magnetic energy, 

M. B. Moir found that the magnetic quality of steel and cast iron improves 
as the temp, rises from 150° to 190°. The subject was studied by F. Robin, 
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8. W. J. Smith and F. Guild, and L. Neel. P. Curie studied the variation in the 
magnetic properties of diamagnetic, paramagnetic, and ferromagnetic substances 
for temp, ranging up to 1370°. Diamagnetic water, quartz, and potassium nitrate 
kept the same magnetic susceptibility over a wide range of temp., whilst the sus¬ 
ceptibility of bismuth steadily falls as the temp, rises to the m.p.; it drops abruptly 
at the m.p., but tlie susceptibility of the molten metal remains independent of a 
subsequent rise of temp. The susceptibility of paramagnetic su])stanr(‘s like oxygen 
falls as the temp, rises, so that the susceptibility between 20° and 450° varies inversely 
as the absolute temp. According to Curie’s law, the product of the magnetic 
susceptibility and the absolute temp, over this range is nearlv'^ constant, and this 
value is called Cune’s COnstEnt. With ferromagueth* substances like iron, tlie 
case is not the same. The results with different field-strengths, //, are summarized 
in Fig. 303. The curve for the intensity of magnetization for II —25 is nearly 



Fig. 303.— The Effect of Tem¬ 
perature on the Magnetization of Iron 



Fig. 304.—^Tlie Effect of Temperature on 
the Magnetic Susceptibility of Iron. 


parallel with the temp, axis np to about 550°, but when //--1(X), the intensity of 
magnetization falls steadily as the temp, rises, and both begin to drop very rapidly 
as the temp, reaches 750°, the so-called Curie point — i.e, the temp, at which the 
metal passes from the ferromagnetic to the paramagnetic state—and at 800° 
the magnetic intensity is very small. It is therefore necessary to magnify the 
ordinate scale about a thousand times in order to show the results graphically. 
This has been done in Fig, 303. At Ay 930°, the slope of the curve decreases, and 
is very slight up to B, 1280°, where all at once the intensity of magnetization 
becomes 50 per cent, greater. After this the curve has a downward slope to C. 
At about 750°, ferromagnetic iron changes continuously into a paramagnetic 
substance; the corresponding change with magnetite is 5J0°, and with nickel 
340°. The facts can be interpreted a different way by plotting the specific sus¬ 
ceptibility against temp., as has been done in Fig. 304. The breaks in the curves 
correspond with the change from a-iron to jS-iron at 678°, when the iron ceases 
to be strongly magnetic ; as the temp, rises farther, the susceptibility increases, 
then falls rapidly to 920° when there is a change from j3-iron to y-iron; the 
decrease in the susceptibility with rise of temp, is very small up to about 1400°, 
when there is an abrupt rise as y-iron changes into 8-iron; thereafter there is a 
gentle decline in the susceptibility. P. Dejeau, R. B. Fehr, and N. Crane studied 
the transformations of iron at the Curie point. R. Forrer said that the two Curie 
points observed with ferromagnetic metals represent two different properties. One 
can be attributed to spontaneous orientation of the elementary magnets, and the 
other to hysteresis. Three temperature regions can be distinguished for ferro¬ 
magnetic metals. In the first, at low temp., spontaneous orientation and hysteresis 
occur together. In ’ he second, between the two Curie points, only one of these 
conditions is met with. In the normal case it is hysteresis (e.g. nickel, iron, cobalt, 
etc.), otherwise it is spontaneous orientation (e.g. the ferro-cobalts). In the third 
region neither of these properties is found. For ferromagnetic magnetization the 
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two properties are necessary. M. Faraday suggested that all metals might be 
ferromagnetic at low enough temp., and that it happens with iron and nickel that 
the transformation temp, is higher than the ordinary temp, of the atmosphere. 

By plotting the relation between the intensity of magnetization and field- 
strength at different temp., P. Curie showed that as near the Curie point as 740*5°, 
there is a considerable rise in the intensity of magnetization as the field-strength 
increases; and a few degrees rise of temp., say, to 744*2°, reduces the intensity 
of magnetization to about half its value at 740*5° for, say, //~320; while the 
intensity at 820° is too small to be represented on the diagram. The line is curved 
at 740*5°, and is linear at 749*9° and upwards. P. Curie emphasized the analogy 
in the form the curves connecting, on the one hand, the density and temp, 
of a gas near its critical state, and on the other, the intensity of magnetization 
and temp, of iron near the critical temp. Compare Figs. 303 and 304. R. Riier, 
and R. Riier and K. Bode gave 769° for the temp, of magnetic transformation. 
K. Honda found that the critical point of carbon steels is not affected by the 
intensity of the magnetic field ; and L. H. Adams and d. W. Green, that it is not 
affected by pressure. P. Dejean compared the results obtained with a cylindrical 
bar with those of a similar bar composed of 120 small cylinders. S. Hilpert con¬ 
sidered that it is not necessary to assume the formation of j8-iron between 700° 
and 760° to account for the magnetic and sp. ht. anomalies at this temp. The 
change may be the result of an absorption of energy which attends the breaking up 
of the polar arrangement of the magnetic molecules by their more energetic vibra¬ 
tion at high temp. E. Dussler measured the dependence of the magnetization of 
crystals of iron on temp, along both the diagonal and tetragonal axes between the 
temp, of liquid air and the Curie point. At all temp, the R-H curve is initially 
linear and inflects suddenly, slowly attaining saturation. The linear portion of 
this curve is independent of temp., but the higher the temperature the smaller is 
the field at which saturation is attained and the lower is the saturation magnetiza¬ 
tion. The variation with temp, of the magnetization at the point of inflexion and 
the saturation value both follow an exponential law. 

J. R. Ashworth, following up a suggestion of P. (Hirie, developed a relation 
between magnetism and temp, analogous to J. D. van der Waals' relation between 
the press, and temp, of gaseous and liquid fluids--!. 13, 4. If // denotes the 
magnetic field-strength ; /, the intensity of magnetization ; /q, the maximum 
intensity of magnetization ; the maximum intrinsic field ; R, the reciprocal 

of Curie’s constant in vol, units , and T, the absolute temp., then J. R Ashworth’s 


equation for ferromagnetic substances has the form ) R'T, which 

W Jq 


is based on {/i-| aD-)l ™ )=BT, where D, and T respectively denote the press., 
^J) JJq' 

density, and absolute temp, of the fluid, and a, Dq and R are constants. For iron, 
the constants are (H-l-7*6/2)(/-"i 0 * 035935 ) ==3*56T. As with the equation of 

J. D. van der Waals, constants may be calculated for the critical state when 
Tg—785°-[-273°. The subject was further discussed by W. Peddie. K. Honda 
and S. Kusakabe studied the effect on the magnetization of temp, near the critical 
point; and observations were made by L. V. Bates, T. Spooner, and S. Wologdine. 
R. H. Fowler and P. Kapitza studied the relation between raagneto-striction and 
the Curie point. H. G. Movius and H. Scott noted the similarity of the magnetic 
transformations of ferrite and cement it e. 


Observations on electrolytic iron were made by A. L. Holz, J. Stauber, M. Otto, 
W. Leick, and K. Schild. W. Leick found the results with iron deposited from soln. 
of different salts to be about the same, but E. M. Terry observed that differences 
exist for small fields and vanish for fields over 100 dynes. After annealing at 
1000°, the samples become practically the same for all fields. Discontinuities in 
the magnetic properties were found by D. K. Morris to occur at 150° ; by 
C. Maurain, at 180° and 300°; by W. H. Dearden and C. Benedicks, at 120° ; 
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3. H. Andrew and co-workers, between 50"" and 150'" ; F. 0. Thompson and 
E. Whitehead, 160° to 200°; and by S. R. Roget, at 135°. K. Honda, and 
S. W. J. Smith found a change on heating with cast iron and high-carbon steel 
at about 160°, and it was completed at 215° ; and on cooling, the change starts 
at 215°, and finishes about 160°. The magnitude of this change is roughly pro¬ 
portional to the amount of free cementite present. K. Honda also observed a 
thermal change between 130° and 215°. The actual temp, varied with the strength 
of the magnetizing field. 

E. M. Terry’s magnetization curves, obtained with different field-strengths, 
between —190° and about 780°, for nn-anriealed electrolytic iron, and for the 
iron annealed at 780°, 
are shown in Fig. 305. 

K. M. Terry's values for 
the ])ermeabilities are 
shown in Fig. 306. Tliere 
is a sudden rise in the 
permeability for low fields 
just before the a-iron is 
transformed into /3-iron. 

The highest value for the 
permeability was 11,000 

with a field of 7/ Oo an.*; -Mac:notization Curves for Annealed Eledrolytic 

dyne. H. W llde said tlial Different Temperatures, 

the magnetism of mag¬ 
netic substances decreases with a rise of temp., and that the apparent increase 
which may occur is due to a surface resistance which may disappear by raising 
the temp., by increasing the magnetizing force, or by decreasing the mass of the 
substance. J). K. Morris obtained a maximum of 1*4,600 for //=-()-2 dyne with 
Swedish iron; R. L. Wills, 17,200 for If 0-172 dyne with wrought iron. The 
effect of annealing was studied by H. K.imps, and (b Dilliier and A. h. Enstrom 
I). K. Morns observed 
three iiuixiiiia before the 
critical point is reaclml, 
and these corrchpoiul a]) 
proximately witli the 
breaks in the cooling curve 
observed by W. (h lio- 
berts-Austen at 250^533°, 
and 766°. No sign of a 
depression in the tem¬ 
perature - permeability 
curves such as was ob¬ 
tained by D. K. Morris for 
wrought iron, at 550°, with 
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-The Effect of 'I’emperaturo on tlic Fermeubility 
of Annealed Electrolytic Iron. 


uU except the strongest fields, wus observed. F. Osmond attributed tliis to a 
lowering of the temp, of transformation from a- to ^-iron. Since E. M. lerry aid 
not observe the effect with electrolytic iron, the phenomenon is not a eharactenstic 
of iron, but rather of iron associated with impurities. The aiiiiealmg i^ 

to increase the maximum permeability about 50 per cent., wliiKt for small nelds, 
the increase is many-fold, Fig. 306. For example : 
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Maximum penneabilily 

C. 0. Duell tried to explain the drop in magnetization of cementite steels in 
the range from 150° to 220°, by assuming that carbon is soluble in a-iroii but that 
the carbide is not, and that the drop in magnetism is due to certain atoms of fn^e 
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carbon going into soln. as carbide. The cementite line ES can be extended until 
it intersects the zero carbon line at X, Fig. 307, which is near 220''. This is taken 
to be the limiting point of the solubility of carbon in iron, so that near this temp, 
carbon can go into soln., but carbide cannot. The second, singular point on the 

magnetic curve at 3(X)° marks the formation of 
the carbide. The carbon in martensite exists 
as carbon and not carbide ; and the formation 
of iron carbide, which begins at about 300'', 
corresponds with the formation of troostitc 
from martensite. The presence of alloying ele¬ 
ments causes the As-line to occur at progres¬ 
sively higher or lower temp., so that in the 
absence of carbide, the continued addition of 
carbon causes the A3-line to change with pro¬ 
gressively lower temp, along the line GSY^ 
Fig. 307. G. Hannack found that with tung¬ 
sten steels the renuinence, and maximum in¬ 
duction decrease as Ihe percentage of carbon 
increases, whilst the coercive force increases. 
S. W. J. Smith and co-workers found that the 
residual moment of a magnetized rod of an¬ 
nealed .steel is reversed when the temp, is 
raised to 180“. The efTect occurs only with 
iron containing the laminated ferrite cemen¬ 
tite eutectoid. R. L. Sanford observed that the reluctivity of homogeneous iron 
is a linear function of the magnetizing force, but the linear relationship does not 
apply when a tension or stress is applied to the wire. H. Kiihlewein studied the 
magnetic after-effect. 

(i. J. 8izoo found that increa.sing the grain-size of electrolytic iron decreases 
the coercive force and the work of hysteresis, but increases the maximum per 
meability, whilst the remaneiice remains con.staid. Some results are indicated 
in Table A'L\'. 0. von Auwers found that the grain-size affects the coercive force, 

remanence, and permeability, but not the saturation value and sp. resistance. 
The effect of grain-size is less marked after heating in hydrogen, and still les.s by 
heating in vacuo. The influence of grain-size on the magnetic properties is secondary 
in nature, being dependent on surface contamination by oxides and (arbides. 
\V. Koster found that the size and arrangement of finely-divided jiarticles in ferro 
magnetic alloys have a considerable influence on the magnetic projierties. 



Fig. 307. —Hypothetical Course of 
the Carbon and Cementite {Solu¬ 
bility Curves. 


1’able XLV.- -The Effect of Grain-size on the Magnetic' Properties (» 

Elec^trolytic Iron. 
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0-400 

9360 1 

1 7680 

1542 

(>•3 

0-37() 1 

9460 1 

1 8200 

1480 

2*7 

0-407 1 

1 9430 1 

8050 

1475 

1-2 

0-428 

i 9450 

7300 

j 1710 

0-7 

0-462 

i 9460 

7550 

1750 

0-6 

0-465 

9360 

1 6970 

1 1740 

0*3 

0-515 

1 9300 

1 6850 i 

1780 

01 

0-794 

1 

1 8050 

i 4090 1 

1 ... ' 

5200 


G. Wiedemann showed that the first effect of a change of temp, on the magnetism 
of iron and steel is not reversible. With residual magnetism, a cyclic process of 



IRON 


271 


heating and cooling, or of cooling and heatuig, reduces the magnetism. Observations 
in this direction were made by H. I. Wild, M. Mauritius, 0. Claus, 0. Unverdorben, 
G. Claude, A. T. Kupffer, G. Poloni, J. M. Gaugain, F. G. A. Berson, C. Baur, and 
L. Fave. According to J. A. Ewing, if the magnetizing force of iron is maintained 
during a cyclic process of heating and cooling, or of cooling and heating, there is 
an increase of magnetism. In both cases, in general, after many repetitions of the 
changes of temp., the change of magnetism becomes cyclic. In the earliest stages 
tnere appears to be, as J. A. Ewing expresses it, a progressive shaking in of magnetism 
if that IS induced, and a progressive shaking out of magnetism if that is residual. 
The phenomenon is often conspicuous in the first eyrie, and it can often be traced 
in the second or even later cycles. By repeating thr < ^cle of temp, changes often 
enough, these progresvsive changes di8ap])ear, and the effects of heating and cooling- - 
magnetizing force constant are reversible. .1. A. Ewing found that no hysteresis 
occurred in the changes which were ob>erve(l with moderate variations of temp., 
but when the range of temp, includes the critical region where magnetization 
disappears on heating and reappears on cooling, a mnrki'd hysteresis occurs. The 
disappearance and reappearance of magnetization ((umected with ajS-change do 
not occur at the same temp. This is particularly the case with the alloy steels 
{((.V.) observed by d. Hopkinson, and others. 1). K. Morris found that the hysteresis 
of the B//-curve becomes enormously reduced as the temp, approaches the chief 
critical point, and the hysteresis tends to disappear. Thus, with a sample of iron 
annealed at 1150'^ with cycles of magnetization between the limits B —4550, the 
hysteresis losses, in ergs per cm. cube per cycle, were : 

18 ^ 137 :>" 249 " 352 " 457 " 634 " 695 " 764 5 " 

Hysteresis loss . ()l,3 555 508 475 .379 204 178 81 

In addition to the changes just indicated, heating jiroduces a slow deterioration 
in the magnetic properties, reducing the permeability, and raising the hysteresis. 
The action is very slow at comparatively low temp. The heat generated in a 
transformer by currents iii the coils, and by hysteresis in the core makes the temp, 
in the transformer higher than tha\> of its surroundings, and thus reduces the 
efficiency of transformers, (b W. Partridge studied the effects ; and J. A. Ewing 
found that the results are not due to the repeated reversals of magnetism ; nor are 
they due to a kind of fatigue produced by repeated reversals of mechanical strain. 

M. Mordey observed that the increased hysteresis is solely due to the prolonged 
heating ; and S. II. Hoget confirmed this by observations on the effect of prolonged 
exposure at temp, between 50^" and 7(J0^ A few weeks’ exposure at 50"" produces 
an appreciable effect in raising the hysteresis, and lowering the permeability. 
K. Daeves found the losses in dynamo and transformer sheets increase regularly 
by 0*1 watt-kgrm. for every 0 04 per cent, of carbon for steels with 0*04 to 0*11 
per cent, of carbon. As silicon rises from 3*7 to 4*2 per cent., the loss diminishes 
by 0-05 watt-kgrm. for every 0-04 per cent, of silicon, but increases slightly with 
higher proportions of silicon. Phosphorus up to 0*02 per cent, slightly increases 
the loss, but beyond that point there is an improvement. Manganese between 
0-05 and 0-3 per cent, has no perceptible influence. 

According to E. M. Terrv, the temp, of transformation from the ferronidgnetic 
to the paramagnetic state is near 785°, which is in agreement with the data for the 
transition temp, of a- to j3-iron (f/.r.). J. Hopkinson gave 78(1° for soft iron with 
0-01 per cent, of carbon ; 734° tor mild steel with 0*126 per cent, of carbon ; and 
695° for hard steel with 0*962 per cent, of carbon. II. K. Morris gave 780° for a 
sample with 0*08 per cent, of carbon ; R. Ruer and F. Goerens gave 769° ; E. Gum- 
lich, 765° ; T. Ishiwara, 780° ; P. Weiss and G, Foex, 775° ; while for cementite, 
K. Honda and H. Takagi gave 215° for temp, of magnetic transformation. The 
niagnetic transformation of the iron-carbon alloys were studied by G. Rumelin 
and R. Maire. 

Reverting to P. Curie’s law that the magnetic susceptibility varies inversely 
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as the absolute temp., ;^/=constant, P. Weiss obtained a relation between the 
intensity of magnetization, and inferred that in the temp, immediately above that 
of the magnetic transformation. Curie’s point, the susceptibility should be inversely 
proportional to the excess of temp, above the transformation point. P. Weiss 
and H. K. Onnes calculated values for the magnetic moment per gram-atom, 
whi^ i P. Weiss called the gram-magneton ; and this magnitude, when divided by 
vogadro’s number, gives the moment of what he regarded as the ultimate magnetic 
corpuscle which he called the rmgnelm. The magneton is supposed to play a 
role in magnetism, like that played by the electron for electricity. The number 
of magnetons per molecule is related to Curie’s constant in a simple manner. From 
the results of P. Pascal, P. Weiss and G. Foex, 0. Liebknecht and A. P. Wills, and 
F. Feytis, it was found that the calculated number of magnetons per molecule rarely 
depart by more than 1 or 2 per cent, from the integral values required by the 
theory. The subject was studied by J. Kunz, B. Cabrera, W. W. Stifler, etc. 
K. Honda and co-workers, however, found that Curie’s law is not general, and conse¬ 
quently P. Weiss’ magnetism is open to question. H. K. Onnes and co-workers 
found that the relation ;)^T=constant is in some cases valid down to the temp, 
of liquid nitrogen, and below this temp., the constant continually decreases in 
value. In some oases, the constant decreases continuously from room temp, 
downwards, so that the relation ;)^(r-t-8)==^con8tant holds down to the temp, of 
liquid nitrogen, but not at lower temp. Again, the susceptibility may change little 
with temp., and between the temp, of liquid nitrogen and liquid hydrogen, is 
almost independent of temp. 

E. M. Terry found that the magnetic susceptibility of electrolytic j3-iron, between 
780*^ and 920°, follows Curie’s law only approximately, because the curve showing 
the relation between the reciprocal of the susceptibility and temp, is not a straight 
line, but concave upwards. Curie’s law is not even approximately obeyed in the 
y-region, for there is an interval of nearly 500° throughout which the suscepti¬ 
bility remains almost constant. At 1407°, there is an abrupt increase as y-iron 
passes into the 8-form. Throughoat the 8-region, up to the m.p., 1530°, the suscepti¬ 
bility decreases almost linearly with temp.; the susceptibility shows a marked 
decrease on melting, so that the molten iron has values approximately corresponding 
to an extension of the curve for y-iron. The susceptibility curve for iron passing 
through the A3-arrest shows a marked hysteresis with the As-arrest. The steepest 
part of the curve occurs at 918° on a rising and at 903° on a falling temp. No real 
Fiysteresis was observed with the latter, but the return to y-iron on the cooling curve 
is gradual, not abrupt. Observations on the Curie point were also made by 
T. Ishiwara, P. Weiss and G. Foex, K. Renger, D. Radovanovitch, K. E. Cuthe, 
P. (^irie, R. H. Fowler and P. Kapitza, R. Forrer, and W. Schmidt. As indicated 
above, the (\irie point of cernentite corresponds with the AQ-arrest, at about 220°. 
K. Honda and H. Endo found the magnetic susceptibility, of cernentite to be : 

800 ” 900 ^ 1000 ® 1100 ” 

X . . . 24-3 X10-*' 240 xlO-” 23-7x10-® 23-5x10-® 

According to K. Renger, the effect of field-strength, H gauss, on the transformation 
point, 6, is represented by 0=757+O*14 VH, 

H . . .0 1,438 2,903 5,095 8,144 10,430 11,930 

0 . . 757^ 762-0^ 764-5*^ 707 0^ 770-0’ 771-5' 772-0" 

C. Benedicks gave the results indicated in Table XLVI for the effect of chemical 
composition and heat-treatment on the magnetic properties of steels. C. Benedicks 
represented the effect of carbon on the intensity of magnetization, /, when 2JC 
denotes the carbon value as in the case of the electrical resistance (q.v.)^ by 

/max =-1()00V5^2F^^(5C^ 

E. Gumlicli’s results for the effect of carbon on the coercive force, in c.g.s. units, 



IRON 


273 


Table XL\ 1 —The Effect of the Composition of Stefl on ns Maon m 
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*irt siiniinari/ed in Ei^ )()8 and 8 (.lines ( utm foi tlic effect of carbon on the 
rernanence or retentivity of steel is shown on the same dui^^ram \ W Smith 
ind CO workers found the minimum reluctance the reciprocal of the maximum 
permeability is a linear function of the carbon content to 0 8 per cent for hardened 
steels, and for annealed steels it is soniewhil greater E Maurer and K Scliroeter 
proposed estimating the austenitic content of hardened steel from the magnetic 
saturation capacity The observations of the effect or the tempering temp by 
d H Andrew and co workers are summari/ed in Table XLVI A W Smith and 
CO workers observed that the minimum relucti\ it\ m the rec iproc al of the maximum 
permeability, is a linear function 
of the carbon content up to 0 8 /5\- 

per cent for hardened steels, and 
for annealed steels the rate of in 
crease is rather greater and for 
annealed chroinium steels, the 
value IS a ma\inium at about 
0 5 and a minimum at about 0 8 
per cent carbon Vccordmg to 
W L rhene>, the tempering of 
hardened iron c arbon «dIo>s between 2(X) and 250 causes i iipid n^e in the' 
indue tion, which becomes h ss marked with increasing temp cv<ntud]\ icachmg \ 
maximum and then decreasing \t the same time marked changers take ]>! n < in 
the coercive force especially for tempering temp between 2(K) and 100 wlien tin' 
greatest decrease occurs and at 470°, where there is a sharp incieasc In some 
eases two values are obtained for the saturation intensity of magneti/ation tins 
is shown by microscopical examination to be clue to the presente of two constituents 
in the material The maximum permeabilit} of certain allovs shows gieat diffeieiu es 
compared with small differences in other prcjperties, due to changes in the scm ond 
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tlie magnetization curves and the maximum permeability vary with the carbon- 
content. The intensity of magnetization has a double value for all carbon per¬ 
centages below T5 per cent, and a triple value for the 1*55 per cent, carbon alloy, 
and decreases with the carbon-content. As a result of the investigation it is shown 
that any slight changes of structure produced by heat-treatment cause marked 
changes in the magnetic properties of iron-carbon alloys. P. Weiss and It. Forrer 
discussed the magnetic properties of cemeutite. M. Nakamura studied the effect 
of carbon and silicon (.)n the magnetic properties of electric steel, and found that 
the permeability is increased as the ])roportion of carbon decreases. If the decrease 
is too great, the deoxidation of the steel is incomplete, and tin* permealiility is 
decreased. With less than 0*12 ]>er cent, carbon, the permeability is usually low. 
Silicon increases the permeability up to a certain limit dependent on the ])roj)ortions 
of carbon and manganese, and it acts in virtue of its deoxidizing qualities. The 
permeability increases as the ])ro])ortion of manganese decreases up to a certain 
limit, beyond which it becomes smaller. 

0. \on Auwers, T. 1). Yeusen, and (jI. J. 8izoo observed that with increasing 
gram-size, the coercive force, and hysteresis decrease, and the maximum permea¬ 
bility increases. The effect is also marked with the remanence. The relations 
between the magnetic properties and hardness have been the subject of investiga¬ 
tions by J. Lamont, C. Ruths, J. M. Gaugain, (\ Fromrne, C. Raiir, A. von Walten- 
hofen, T. Gray, A. Righi, W. Metcalf, R. Pictet, etc.; and the specific* effec'ts of the 
carburization of iron, by (I A. C^oulomb, P. Barlow, J. Midler, 11. Meyer, .). Jamin, 
A. von Walthofen, A. R. S, Treve, A. R. S. Treve and L. Durassier, (\ R. Underhill, 
L. Holborn, W. Negbaur, J. Hopkmson, K. Zickler, J. A. Ewing and W. Low, 
i C. Poggendorff, R. Pictet, G. B. Airy, L. M. Gheesman, W. Beetz, A. L. Holz, 
G. Ascoli, J. Trowbridge, G. Poloni, W. Metcalf, A. Righi, and ('. Barns and 
V. Strouhal. T. Matsushita and K. Nagasawa found a maximum at about 4(K)^\ 
T. Matsushita measured the magnetic hardness or coercive force of quenclied steels. 

V. S. Messkin discussed the effect of cold-work on the magnetic projierties of 
steel; and E. Gumlich and E. Volhardt, the influence of rolling on the magnetic 
jiroperties. According to V. S. Messkin, the remanence of a plain carbon steel with 
0*78 per cent, of carbon decreases considerably with light rolling, but increases 
again with heavier rolling ; the maximum permeability changes similarly, but with 
a greater reduction than 30 per cent, it decreases again. The coercive force increases 
steadily during rolling, and attains about double its original value when the thick¬ 
ness has been reduced about 80*8 per cent. ; with subsequent annealing, the 
coercive force decreases rapidly with rise of temp, up to 450°, and thereafter more 
slowly. The maximum remanence is obtained after annealing at 600°, and it is 
greater than before rolling. The cold deformation of steel produces on the magnetic 
qualities an effect similar to that obtained by quenching. P. Goerens studied the 
effect of heat-treatment on the remanence and permeability ; and on the coercive 
force and hysteresis loss in ergs per cm. cube ; and also on the effect of cold-work 
on the maximum permeability and coercive force of steeK. According to E. Maurer, 
there is no perceptible difference in the magnetic properties of steels worked cold 
and at a blue-heat. 

('. S. Yeh found that in the range of press, up to 12,(XX) kgrms. per sq. cm., 
the change of magnetization with a constant held, //, is linear. With a field range 
of 0 to 1(X) gauss, the jiress. coeff. of magnetization per unit vol. is negative for 
iron. The perceptible change of magnetization has a maximum of --5*5 per cent, 
per lOOO kgrms. per sq. cm. for The percentage change decreases rapidly 

on both sides of the maximum, and ajiproaches the axis asymptotically for large 
values of //. 

The observed jiress. coeff. for slightly carbonized iron are : 
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For purified iron, the temp, and press, coeff. are : 
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The percentage change of magnetization is thus very sensitive to the proportion of 
carbon present. The absolute value of the press, coeff. of magnetization per unit 
vol. is less at a higher temp. The retentivity of iron decreases under press. 
Observations were also made by H. Nagaoka and K. Honda, and F. C. Frisbie. 

About 1847, r. Matteucci noticed an increase in th(‘ magnetism of an iron bar 
when it is pulled lengthwise ; G. Wertheim confirmed this ; and E. Villari observed 
that the character of this effect is reversed if the magnetization is strong enough. 
Ah a result, the effect of pull is to increase the magiK'tisin of a weakly magnetized 
bar, and to reduce the magnetism of a strongly magnetized bar. The phenomenon is 
now called the Villari reversal, and it was rediscovered by Lord Kelvin about 1878. 
If the relation between tl e intensity of magnetization and the magnetizing force 
when no pull is applied, and again 
when the rod is under tension be 
plotted, Fig. 309, there will be a point 
where the two curves intersect. This 
point is called Villari s critical 'point. 

It corresponds with the field strength 
at which the pull does not affect the 
intensity of magnetization. The sub¬ 
ject was investigated by J. A. Ewing, 
who found that the effects of stress 
are, in general, much greater with 
metal hardened by mechanical work 
than with soft, annealed iron. Each 
curve, Fig. 309, for annealed iron lies 
at first higher and then lower than 
the curve for any greater load, corre¬ 
sponding with the fact that the pre¬ 
sence of a load is favourable to mag¬ 
netization when the intensity of magnetization is small, but unfavourable when 
it is great. A pulling load is unfavourable to residual magnetism left after a >trong 
field has been applied, though it is favourable to the residual magnetism left after 
magnetization by a weak field. The influence of pull on residual magnetism is 
of the same kind as its influence on induced magnetism, showing the large effect 
which a moderate pull has in augmenting the susceptibility with respect to feeble 
magnetizing forces, and when the state approaches saturation, the presence of 
load is unfavourable to magnetization. Even with the weakest fields, the 
susceptibility is increased only when the load is moderate. Too great a load is 
prejudicial whether the maignetization be weak or strong. The upper lines of 
abscissae, Fig. 309, refer to the upper three curves, and the lower abscissce to the 



Fio. 300.— Magnetization ot Annealed Iron 
vviiile .subjeeted to Longitudinal Pull. 
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lower three curves. J. B. Seth and co-workers followed the change in the intensity 
magnetization produced by stretching an iron wire in a weak magnetic field. The 
subject was studied by H. Tomlinson. 

When the magnetizing force is kept constant, and the longitudinal ]>ull is varied, 
tlie changes wiiich occur in the intensity of magnetization are, in general, similar 
to those indicated in Fig. 309, hut they are complicated bv hysteresis effects. The 
initial effects of applying stress resemble those jiroduced by vibration even though 

no vibration occurs during the loading, and they do 
not disappear when the stress is removed. Starting 
from a. Fig. 310, ,1. A. Ewing showed that a wire 
hardened by stretching, demagnetized, and exposed 
to a magnetizing force of 0*34 c.g.s. units has very 
little magnetization. The effects of a])plying and 
removing the load are illustrated by the dotted curve 
ohc, but when the load is applied and removed a 
second time, the magnetic changes become nearly 
cyclic, as shown by the continuous lines in the same 
diagram. This shows that in the first loading, there 
is a progressive increase of magnetization sup(‘rposed 
on a cyclic effect. If a stronger field is applied, the effects of the first loading 
are increased enormously, and after that, the magnetic changes are nearly cyclic. 
The effect of loading and unloading progressively decreases the resiflual magne¬ 
tization and the cyclic changes are of the same general type as those which occur 
when the magnetization is excited by an external field. The subject was discussed 
by A. Heydweiller, L. Fraichet, K. Honda and S. Shimizu, H. Nagaoka and 
K. Honda, and C. Chree. 

The hysteresis effects of magnetism with changes of load do not depend on tin* 
rate at which the load is applied, nor on the interval of time w hich elapses before 
the observations are made. After the condition obtained by the a])plication of a 
load is reached, the magnetization does not appreciably alter. Tin* effects of 
hysteresis disappear almost entirely when the test-piece is e.xposed to mechanical 
vibration or tapping during or after the changes of load. The repetition of loading 
witli annealed iron produces a cyclic state in which there is less total magnetism 
than is the case with the hardened metal; a light loading wdll produce an increase, 
and unloading a decrease, of magnetism ; with moderately heavy load^, these 
effects are reversed. 


Lodd m kilograms 
Fjo. 310.- The Effect of Ap 
Ijl^'inp a Load to Magne 
tized Iron. 


The stress-strain diagrams, previously considered, show' the existence of reversible 
and irreversible molecular changes during the loading and unloading of an iron wire ; 
the thermoelectric, properties of iron under the influence of variations of pull, 
also show the existence of analogous molecular (duinges ; wdiile the loading and 
unloading of iron, within the elastic limit, before beginning magnetization, also 
affects the magnetic susceptibility, owing to the irreversible changes in the orienta¬ 
tion of the molecules. These residual effects of pa.st loads on the magnetic suscepti¬ 
bility exhibit hysteresis with regard to the loads wiiich cause them ; and the residual 
effects may be annulled by .subjecting the piece to magnetization by reversals, and 
by tapjiing the jiiece .smartly .so as to cause vibration. For instance, J. A. Ewing 
found that if a magnetization curve be taken with iron wire subjected to a pull 
of 3 kgrms., and if, after complete demagnetization, the load be raised to 4 kgnns., 
and 1 kilogram be removed, and a .second magnetization curve be taken, the two 
curves will be different in .spite of the fact that the wire may have been previously 
subjected to many times that amount of load, .so that it ajipeared to be mechanically 
in a stable .state. 

C. Matteucci showed that when a rod of .soft iron, exposed to a longitudinal 
magnetizing force, is twisted, its magnetism i.s reduced by torsion in either direction. 
The subject was examined by M. (^horon, G. Wertheim, E. Becquerel, (\ A. Coulomb, 
H, (ferdien, H. Tomlinson, A. ibinti, F. Braun, L. Zehnder, A. (^ampetti, i\ Barus, 
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K. Schreber, F. J. Smith, It. Nagaoka, H. Nagaoka and K. Honda, H. Bouassc 
and A. Berthier, W. Brown, J. E. Pellet, E. Warburg, S. Meyer, G. Wiedemann, 
and Lord Kelvin. As with the effects of all stresses, there is an initial, irre¬ 
versible effect which is revealed when the cycle of strain is repeated. ' This 
initial effect depends on the past hivstory of the metal, but in soft iron the cyclic 
effect is such that twisting to either side re¬ 
duces the induced magnetization, and un¬ 
twisting increases it. Lord Kelvin found 
that the changes of magnetization under 
these conditions exhibit hysteresis. The 
changes in the magnetism induced in an 
iron wire l)V a constant magnetic field, as 
one end of the wire is twisted to and fro, 
while the other end is held fixed, ultiimitely 
assume the general form of Fig. 311. If the 
effects of hysteresis were eliminated by vibra¬ 
tion, a single ]>arabolic curve would appear with its vertex at the top of the 
diagram. Accordingly, in the absence of hysteresis, the influence of torsion in 
reducing the induced magnetism is indefinitely small for small angles of twist, and 
at first increase'- in proportion to the square of the twist. 

Lord Kelvin showed that what he called an aelotropic quality is develojied in 
the magnetic susceptibility ol iron, for if the metal is subjected longitudinal 
or transverse^ ]>ull or push, the susce]>tibility will be greater- along than it acrt>ss 
the lines of ])ull, or the susce])tibility will be less along than it is acros.s the lines ot 
])ush, provided tlie magnetization is not strong enough to pass Villari's critie'al 
point. 1 n a torsional strain, each portion of the twisted rod suffers a simj)le slKMring 
stress which is made np of a judling stress m a direction inclined at 43' to the 
direction of length, and an ceiual juishing stress inclined at 4^"" and at right-angles 
to the pulling stress. 'ITis produces a kind of Jielical magnetization in which there 
is a circuhu coniponent superposed on the original longitudinal magnetization. 
The lines of magnetization no long(*r coincide in direction with tln» lines of magnetic 
force. The effect of a small angle of torsion on the longitudinal component of 
magnetization is small, l)u1 as the angle of torsion increases, tlie grow'th of tlie 
circular com]>()nent reduces the longitudinal magnetization, b>r magnetization in 
one direction lessens tin' magnetization in other directions. The influence oi 
magnetic acOotrojiy is always j)r(‘scnt with torsional stresses, although the <*ffects 
may be maski’d by other influences (\g. hysteresis. 

As shown 1)y (b Witsleinann,and Lord Kelvin, longitudinal magnetization may 
b(‘ ju'oduced by twisting a circularly magnetized wire; and (b Wiedemann, ami 

(i l\nott observed that if an iron wire be circularly and longitudinally magiu'- 
tized, it becomes torsionally strained or twisted althougli no external meclianical 
iorce has beem employed. J. A. Fwing, 1). E. Hughes, L. Zehnder, and H. Nagaoka 
found that there is a sudden d^*velo})meut of circular magnetization when a longi¬ 
tudinally magnetized rod is suddenly twisted, or wdien a longitudinal magnetizing 
force is suddenly applied to a rod held in a state of torsion. The joint effects of 
pull and torsioii were studied by H. Nagaoka, L Zehnder, G. G. Knott, etc. The 
effect of magnetization on the bending of iron and steel was discussed by G. Wertheim, 
and (\ M. Guillemin. 

J. P. Joule said that the total volume of an iron rod is not altered by magnetiza¬ 
tion, and the subject w^as studied by G. Wertheim, H. Buff, H. Nagaoka, H. Nagaoka 
and E. T. Jones, E. T. Jones, H. Nagaoka and K. Honda, K. Honda and K. Kid(», 
K. Honda iind S. Shimizu, S. Shimizu and T. Tanakadate, 1. Kruckenberg, 

McCorkle, L. W. McKechan and co workers, J. Orland, J.Orland and P.del Pulgar, 

E. Shaw and S. G. Law's, Benedicks, F. G. Pow^ell, J. H. Handley, J. R. Hobbie, 
S. K. Williams, S. R. Williams and (). Koppius, A. Schulze, A. Esau, Cb Dietsch 
and W. Fricke, W. N. Bond, T. Hayasi, M. Kersten, P. Ka]>itza, P. Asteroth, 
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L. W. Austin, L. AV. Austin and K. Guthe, W. L. WebstfT, W. Brown, R. A. Houstoun, 

M. Cantone, C. W. Burrows, G. Kirchhoff, H. von Helmholtz, S. Sano, I. Kolacek, 
S. J. Lochner, A. Heydweiller, K. Gans, H. Reusing, L. W. McKeehan, C. W. Heaps, 
V, G. Knott, A. de la Rive, W. Beetz, A. M. Mayer, W. F. Barrett, A. Righi, 

C. Chree, B. Rosing, A. Berget, A. Bock, P. I. Bachmetjeff, L. T. More, A. Schulze, 
B. B. Brackett, J. 8. Stevens, K. Rhoads, G. A. Shakespear, (k Barus, E. van Aubel, 

D. O. S. Davies, L. Tieri, and J. i \ McLennan. 

It will be observed that in the Jouleeffect, when a magnetic (or ferromagnetic) 
field is produced along a ferromagnetic bar, the bar is lengthened or shortened in 
the direction of the field, according to the nature of the metal and the intensity of 
the induction; and conversely, a lengthening or shortening of the bar produces 
a variation in the intensity of the longitudinal magnetization. In Wiedemanil^S 
effect, a longitudinally magnetized, ferromagnetic bar is twisted when an electric 
current, which creates a transverse magnetic field, is passed along it; and con¬ 
versely, in the Matteucci effect, when a longitudinally magnetized bar is twisted, 
an e.iii.f. is produced along the bar. 

G. Knott, and 8. Bid well found that the transverse contraction exceeds 
the longitudinal expansion, so that the total volume is reduced, 8v —magneto¬ 
striction —thus, for tubes with 50,125, and 250 c.g.s. units, the respective 
values of Sex 10" were —5*9, —12*3, and —13-0. If the total volume is reduced 
by magnetization, the specific grdtnty will be increased. K. Honda and K. Ki<lo 
found an expansion for the magnetostricton of iron with II over 370, and a 
contraction for smaller values of //, thus : 

// . , 23*0 77-2 125 1 193 0 273 S 3710 57l () 

8/Zyl0« , 1-70 3*03 2*54 1 77 UGS 0-42 l-GK 

The ])hen()meiu)n was also studied )>y V. (L Knott and A. Sliand, W. F. Barrett, 
A. M. May(‘r, E. Piazzoii, A. Schulze, A. 8. Kimball, A. \Vass?nuth, W. Fricke, 
R. Gans and J. von Harlem, and G. Hoffmann. K. Honda and 8. Shimizu's 
observations for the change in length 3///xl0“^'’ with variations of teni}). are 
illustrated by Fig. 312. A. Schulze's results on the change in length of different 
kinds of iron and different heat-treatments are summarized in Fig. 313. 



on t he MagnetoKtri( t ion of Iron. treatintail on the Magnet o.st rid ion of Iron. 

K. Honda and T. Terada found the magnetostriction, or change of length 
with magnetization, 8//7xlO“^, with a tension of 1627 grms. per sq. mm., in¬ 
creases from —0*22 to l-8() as // increases from 3-8 to 35*3, and it then decreases 
to —4-34 as H rises to 384 ; and with a tension of 5538 grms. per sq. mm., the change 
in length dljlxlO^ decreases from -—0*06 with //- 3*2 to --6*58 with H~=3S0. 
The change of elasticity, SE/ExlO^, is small, and with a load of 1627 grms. per 
sq. mm., it gradually increases with the field from 0*9 to 1*7 as H changes from 
10 to 100, and it then falls to 1*4 as H changes to 350 ; while with a load of 4754 
grms. per sq. mm., it changes from 0*4 to 0*8 as H changes from 10 to 350. The 
change in the coeff. of rigidity 8KIKxlO^ with a load of 3113 grms. per sq. mm. is 
represented by —0*03 for //~24*5. 0*40 for H=^]46*2; and 0*25 for H~385. 
Tlie change in Poisson's ratio, Scj/crXl02, is such that it pas.ses from 2*2 for //~10 
to —10-2 for //- 350, when the load is 3270 grms. per sq. mm. The change of 
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magnetization with longitudinal loading and 81^ with cyclic loading for loads 
in tension T grins, per sq. mm., is : 



r 

1502 

3080 

4648 

6211 

7777 grms. ^q. nun 

//- 


6-8 

0-9 

23-2 

1-9 

56-8 

3-2 

lOO!) 

4-r, 

140-3 

0-9 

//= 

-3660 //, . 

2-7 

~51 

-8-0 

-10-6 

13-3 


K. Honda and T. Terada also found that with a constant tension the magnetization 
increases rapidly in low fields and gradually approaches saturation. They also 
examined the effect with a constant twist, and with a combined twist and tension 
on the magnetization. In all cases the reciprocal nature of the changes of strains 
by magnetization and of the changes of magnetization by strain were established. 
For instance, magnetic elongation under constant tension and of magnetization 
under constant tension ; of elongation by tension under a constant field, and the 
change of magnetization by tension under a constant field ; of magnetic twisting 
under a constant couple, and magnetization under a constant twist; and of the 
change of rigidity under a constant field ; and the change of magnetization by 
twist under a constant field. J. B. Seth and co-workers studied the effect of 
stretching on the intensity of magnetization of single crystals of iron. J. S. Rankin 
found that high-carbon steels show a smaller magnetostriction than soft carbon 
steels, but that the effect of hardening a steel by tensile overstrain increases the 
magnetostriction, though this change in extension does no1 depend simply on the 
amount of tensile extension. It is assumed, in agreement with W. L. Webster, 
that when a rod is overstrained, the axes of a large proportion of the constituent 
crystals V(‘er into the direction of the longitudinal axes of tin* rod, and it is 
necessary only that a majority of the grains be so arranged to account for the 
increased magnetostriction. For X. Akuloff's observations with single crvi^tals, 
vide svpra. 

(J. \\ . Pierce studied the effects which occur when a magnetized rod has super¬ 
posed on it an alternating axial magnetic field of a frequency in the neighbourhood 
of the natural mechanical frequency of the rod. The rod when under the inflinmce 
of magnetostriction can be made to act like quartz crystals under the influence 
of piezoelectricity. If a ferromagnetic rod or tube is clamped so that it lies along 
the axis of a coil, the combination liecomes an electrical vibrational instrument. 
This phase of the subject was studied by K. V. Black. 

The magnetostriction of single crystals of iron was observed by W. (lerlach, 
K. Dus.sler and W. (lerlach, II. Kornfeld, G. 8. Mahajani, and X. Akuloff. 
K. Honda and Y. Mashiyama found that in the (lOOj-jdane, taken in the direction 
of the tetragonal axes (KK)), the longitudinal effect of the magnetic expansion 
is ])ositive for all magnetizing fields ; it increases at first rapidly, and afterwards 
slowly. The transverse effect is just the reverse of the longitudinal one. As the 
hiclination of the direction of the tetragonal axis to the direction of the field 
increases, the longitudinal expansion in strong fields becomes less, and at an 
inclination of the expansion-field curve already shows an inconspicuous 
maximum at 200 gauss. At an inclination of 30"", the maximum is already attained 
at 80 gauss, and the decrease of expansion in stronger fields is considerable, the 
expansion changing into contraction at above 4(X) gauss. At an inclination of 
45° (100), that is, in the direction of the digonal axis, only a small exjiansion is 
observable below 120 gauss, above which a marked contraction is noticed. The 
transverse effects are just the reverse of those of the longitudinal, except in the 
direction of 45°, in which a small initial contraction is not observable. The longi¬ 
tudinal effect of the magnetic expansion is maximum in the direction of the tetra¬ 
gonal axes and minimum between them ; the expansion-orientation curves are 
sinusoidal, having a period of 90°. The amplitude of the curves increases with 
the field. The transverse effect is just the reverse of the longitudinal, so that 
no further remarks are iiecessarv. 
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In the (110)"plane, ill the direction of the tetragonal axes, the longitudinal 
expansion is a maximum; in the direction of the digonal axes, a small maximum 
is found ; and in the direction of the trigonal axis, a minimum is observable. Thus 
the expansion-orientation curves have a period of 180^, instead of as in (1(K))- 
plane. The transverse effect in the same plane is just the reverse of the longitudinal 
with respect to the orientation. In the (lll)-plane, for three orientations. O ', 15^, 
of the (Tvstal with respect to the magnetic field, tlie longitudinal effects are 
all similar ; that is, as the field is increased, the magnetic ex})ansion increases 
slowly at first and then rapidly, and after reaching a maximum, it steadily decreases, 
till it changes into a contraction. As the inclination increases from O' to 30°, 
the ex])ansion gradually increases, and, on the other hand, the t ontraction decreases. 
The transverse effect is the reverse of the longitudinal above described. 

According to N. Akuloff and co-workers, if a single crystal of iron be riiag- 
netized up to an intensity /, first in the direction of the princij)al axis, and next, 
to the same intensity, in any other direction, then the differences between the 
changes in length, d/ 1, of the crystal parallel to the directions of magnetization, 
are proportional to the differences between the corresponding changes of resistance, 
dRIR, and to the energy changes, - (Jq, between corresponding magnetization 
curves in the ^/-diagram, or a(dlll)^~ (dVl)^^ -h(dR!R)g~ (r//?//^)o=--~c(cTi—oo). The 
crystal lattice is supjmsed to be distorted by the rotation accompanying the change 
in the direction of magnetizatimi away from the direction of easiest magnetization. 

There is therefore a differeiK’e in length of unit rod.N 
[)arallel to the different crystal directions when com¬ 
plete magnetization occurs. When a cube of iron,- 
on an atomic scale, is completely devoid of magne¬ 
tization, it becomes slightly distorted when it acquires 
its normal spontaneous magnetization. It becomes 
longer along the cubic axis of magnetization than it 
does along the axes at right-angles. Hence, con¬ 
tinued \V. L. Webster, demagnetized iron is con¬ 
sidered as a mosaic made up of asymmetrical small 
volumes with their direction of distortion distributed 
equally along th(‘ three cubi(‘ axes. The resultant 
dimensions of a cube of demagnetized iron will be 
symmetrical, but will be a compiicatf'd average be 
tween the two dimensions of the di.storted magnetized cube. When magneti/.ition 
takes place along a cubic axis tliere must be a longitudinal (*xj)ansion, with a 
lateral contraction gradually in^‘rea^ing as the various volume curvt^s beconn* 
]mrallel. For the (110)-direction, as magnetization proceeds there is at tirst a 
concentration of the axes of distortion of the many small volumes along the two 
cubic axes nearest the direction of magnetization. There must therefor(‘ be an 
initial expansion continuing till the third axis has been completely abandoned. 
Further increase of magnetic intensity can only be produced by deviation from 
the cubic axes, and the corresponding contraction is siithciently large to over¬ 
whelm the expansion due to increasing uniformity. 

With the (]ll)-axis, the three culiic directions are symmetrically disjiosed 
and there is no real increase in uniformity before the deviational distortion appears ; 
consecpiently no initial expansion is ob.served. Jt may be pointed out that the 
contraction should set in for all directions at a point corresponding to the bend 
in the 7/7/ curve, a result with which the experiments ar<‘ in reasonable agreement. 

H. G. Dorsey measured the magnetostriction of different carbon steels, and 
some of his r€\sults for the magnetostri(‘tion as a function of the field-strength, H, 
are summarized in Fig. 316, and us a function of the intensity of magnetization, 
7, in Figs. 315 and 316. He showed that the maximum elongation decreases with 
the carbon-content up to 0*9 ])er cent, carbon, and then increases ; it may be 
reyiresenti'd liy (8///X 4'2)(5/7x 10^—3-1G-) 2*13) -0, where C denotes the 
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percentage of carbon ; and if K denotes the magnetic susceptibility (X+lSr)^ 194)- 
(A'---40C+4)=-0. Similarly, but not so definitely, the value of H at which 
the iron rods retract to their original length drops to a minimum value at about 
0*9 per cent, carbon. Sljl is practically the same — l-4xlO-o when 7/^300. The 
rods were still contracting when 


the field-strength attained JBCK); 
but for // = 15(X), the greater the 
carbon-content, the less the con¬ 
traction. The modulus of elas¬ 
ticity decreases wdth the pro]>()r- 
tion of carbon, or the amount of 
shortening in strong fields varies 
directly as the modulus. Slowly 
cooled steels liave greater elonga¬ 
tions and susceptibilities than 
when quenched. There are acci¬ 
dental exceptions for soft iron. 
Magnetostriction depends on the 
])revioiis history of the specimeii. 
The ])ercentage eiongation in the 
middle of s 4()-cni, rod of soft iron 
is nearly three* tiFiu's as great as 
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Ki(i.3I5.- Magnetostric- Kio. 310.- Magnotostrie- 
tion as n Fiinetion of tion as a Function of 
flic Fioid-strengtli. the Aragnofic Inten¬ 

sity. 


ior th(‘ entire rod. Tin* values 


also depend on the lengths of tiie rods used for o])servations. R. H. Fowler and 
W Kapitza studied the relation between magnetostriction and the thirie ])oint ; 
and S. H. Williams, and S. L. Quimby, the theories of magnetostriction. 

J. Foulson examined tin* effect of occluded on the magnetization of 

iron, and foutid a dro]) of 5 to li> per cent. : and A. Kussmann and H. J. Seemann, 
the eff(‘ct of cold-rolling. The elasttrifff of iron and steel exercises but a feeble 
inhuetice on tin* magnetization. (». Wertheim sliowed that if iron be ex})Osed for 
a long time to a magnetizing force, the coefl. of elasticity is reduced a little, and the 
r(*duction ])ersists after tin* magnetizing force is withdrawn. K. Honda and 
T. Tanaka found that the moduli of elasticity, /s, and rigidity, K, fd carbon steels 
ar(‘ increased by magnetization. Thus, for iron alone : 
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The rate oi increast* in \vt‘;ik fi<‘l<l.s is gr<*ater than in strong fields. JI. Tomlinson 
studied the influence nf magnet isfu on the infernal friction and torsicmal elasticity 
of metals, and found ; (i) When the deformations })roduced by the oscillations are 
small, the internal friction of a torsionally vibrating wire of iron or steel is not 
affected l)y sustained longitudinal magnetization of moderate amount. The 
internal friction is also not affected by the sustained magnetization even when 
the latter is carried to the ]>oint of saturation, provided the magnetizing current, 
]»reviously to ex|)erimenting, be reversed a great number of times. When no 
previous reversals have been made the internal friction is slightly increased by 
intense magnetism, (ii) W’hen the deformations })roduced by the oscillations 
are large tlie internal friction is very sensibly increased by sustained longitudinal 
luagnetization of large amount, (iii) The torsional elasticity is entirely independent 
of any sustained longitudinally magnetizing stress which may be acting upon an 
iron or steel wire, provided the deformations produced by the torsional oscillations 
he small. Wlieii the deformations are large, the number of oscillations executed 
in a given time is very slightly lessened by sustained longitudinal magnetization 
of large amount, (ivj When the magnetizing current is interrupted and, to a 
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greater extent, when it is reversed repeatedly whilst the wire is oscillating, the 
internal friction is increased, provided the magnetizing stress be of moderate 
amount. The increase of internal friction may become very considerable when 
the magnetizing stress is great. When the number of interruptions or reversals 
in a given time of the magnetizing current exceeds a certain limit the effect on the 
internal friction begins to decline, (v) When the deformations produced by the 
oscillations are small, the torsional elasticity is not affected by either repeatedly 
interrupted or reversed longitudinal magnetization even when the magnetizing 
stress is large, (vi) There exists a limit of magnetic stress within which no per¬ 
manent rotation whatever of the molecules is produced. This limit may be widened 
by })revious repeated reversals of a large magnetizing stress, (vii) The passage 
of a moderate electric current, whether sustained or interrupted, through a torsion- 
ally vibrating wire of iron, steel, or nickel docs not affect, except by heating, either 
the internal friction or the torsional elasticity, provided the deformations produced 
by the oscillations be small, (viii) The effect of longitudinal magnetization, even 
when carried to the point of saturation, on the longitudinal oscillation of an iron 
or steel wire, is niL (ix) The passage of an electric current, whether sustained or 
interrupted, through a longitudinally oscillating wire of iron or steel does not, 
except by heating, affect the number of oscillations executed in a given time, 
(x) When the deformations produced by the oscillations do not exceed a certain 
limit, the internal friction cannot apparently depend upon the permanent rotation 
ot the molecules about their axes. Wlien, however, the deformations exceed this 
limit, the internal friction becomes very sensibly larger, and does partly, if not 
mainly, depend upon the permanent rotation to-and-fro of the molecules about 
their axes. The limit can be widened by allowing the wire to rest after suspension 
with oscillations at intervals, by annealing, and l)y repeated heating and cooling. 
According to A. Esau and H. Kortuin, when ferromagnetic substances are vibrating 
under torsion, and simultaneously subjected to an alternating, longitudinal magnetic 
field, a maximum vibration occurs when the period of the field is less than the 
natural jieriod of the system. Y. Kidani and R. Sasaki found a minimum in the 
temp, curve showing the tensile strength of magnetized steel, and there is also a 
change of temp, in the resistance to compression test as the metal passes from the 
elastic to the plastic state. The lines of magnetic induction of the metal in the 
elastic state are increased during the tensile test, and decreased in the (‘ompression 
test ; th(^ magnetic induction lines of the metal in the ])lastic state are decreased 
during both tests. There is no appreciable change of magnetic induction during 
the compression of a test-piece having no initial permanent magnetization. 
M. F. Fischer obsiTved that the similarity of the magnetic change's accompanying 
repeated stresses and those produced by the removal of externally-ap])lied static 
stresses indicates that the observed changes may be due to the partial relief or 
redistribution of initially existing internal stresses. (\ W. Burrows, H. Styri, 
C. R. Jones and C. W. Waggoner, and C. W. Waggoner studied the relation of the 
tensile stress to the magnetic pro])erties of carbon-iron alloys. K. Tangle, 
J. S. Stevens and II. G. Dorsey, G. Moreau, A. Gray and A. Wood, N. J. (iebert, 
R. L. Sanford, G. Guzzoni and D. Faggiani, L. von Hainos and R. A. Thiessen, 
H. Styri, E. Giebe and E. Blechschmidt, F. Bitter, L. Fraichet, G. Three, P. Mishin 
and V. Bazilevich discussed the relation between the mechanical and magnetic 
properties of steel; and A. Kussmann a:'d H. J. Wiester, the effect of a magnetic 
field on the ageing of hard steel 

B. Wedensky and K. Theodortschik found that the magnetic permeability of 
iron in 'weak fields of wave-length 54 to 705 metres is not constant. Tliere is a 
sharp maximum for A=-KK3 lying betw^een two minima. Observations were also 
made by W. Arkadieff. R. G. Loyarte gave for the relation between tlie frequency, 
n, of the Hertzian oscillations and die magnetic permeability : 

n/lO« . . 0 3-7r) 5-4 6*33 7*48 300 495 

M . . 158 114 114 122 122 '58-4 42-2 
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A. Kussmanri and B. Scharnof! found that in solid soln., in which the mechanical 
hardness, electrical resistance, etc., are higher than with pure metals, the coercive 
force, or magnetic hardness is only slightly changed. No direct connection between 
mechanical and magnetic hardness was observed. In heterogeneous mixtures, 
the coercive force is much higher, independently of the mechanical hardness. 
This is attributed to the tension set up by the coniraction of the ferromagnetic 
material in the mixture. E. G. Herbert, and H. Esser and H. Cornelius found 
that work-hardened metals are still further hardened by magnetic treatment; and 
the subject was studied by A. Kussmann and H. J. Wiester, and Y. Matuyarna. 
K. 8. Seljesater and B. A. Rogers, W. Jellinghaus, L. W. Wild, and K. Heindlhofer 
studied the magnetic testing of hardness. The a}>})lication of magnetic analysis 
to detect flaws, and the correct heat-treatment was discussed by R. L. Sanford 
and co-workers, P. H. Dudley, J. A. Mathews, E. G. Herbert, C. W. Burrows 
and F. P. Fahy, 8. R. Williams, N. J. Gebert, C, Nusbaum, R. L. Sanford, 
A. V. de Forest, J. Wiirschmidt, W. B. Kouwenhoven, E. Maurer and K. Schroeter, 
and J. 8. HofEhine. 

E. Wartmann observed that magnetization had no influence on the sound 
figures })roduced by iron or steel plates. C. G. Page observed that a sound may be 
produced in the magnetization of iron or steel rods. The phenomenon was studied 
by M. Delezenne, J. P. Marrian, C. Matteucci, G. Wertheim, H. Buff, P. I. Bachmet- 
jeff, R. M. Ferguson, P. Reiss, W. Beatson, A. de la Rive, and M. Ader. According 
to N. Ruhmkorff, the hardness of the filings of magnetized iron is greater than is 
the case with non-magnetized iron ; but W. Rollmann could detect no difference. 
M. Ireve stated that iron cast from the molten state in a magnetic field is finer 
grained than if east in the ordinary way. W. F. Barrett said that iron which has 
solidified in the molten state in a magnetic field is harder and tougher than if cast 
m the ordinary way ; but these statements have not been confirmed. W. Brown 
measured the subsidence* of the torsional oscillations of iron wires when subjected 
to the influence of direct and alternating magnetic fields up to 800 e.g.s. units. 
He also measured the fatigue of iron wires when subjected to the influence of 
longitudinal and transverse alternating magnetic fields. E. Bauer discussed the 
relation between the magn(‘tization and the dilation and compressibility. K. Honda 
and T. Tanaka found that the elastic constants of steel are increased by 
magnetization. 

(\ Bams could not obtain satisfactory evidence of the various effects of magnetic 
force by means of a static method of measurement, and he thus failed to verify 
H. Tomlinson's results obtained by a vibration method. He showed that during 
tin* first phase of annealing, the effect of magnetization on the rigidity of steel 
is almost niL but the effect becomes marked in the second phase of annealing. If 
the wire be supposed to pass continuously from the hard to the soft state, the 
increase of the magnetic i*oeff. of rigidity, /x, is particularly pronounced after the 
variations of the thermoelectric, the galvanic, and the viscous properties have 
practically subsided. (\ Barns found for magnetized steel : 
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R. 8eidek and A. Pompe observed that the resistance of an iron wire to tensile 
stress is increased by the magnetization of the metal in a definite pro])ortion to 
the increasing strain on the metal, and similarly reduced in an almost equal pro¬ 
portion as the strain is diminished. Repeated strainings of one and the same 
wire tend to produce in it a constant magnetic condition. R. Cazaud studied the 
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self-magnetization of steels during torsion. Torsion produces a negative variation 
on the magnetic fliix in mild steels containing less than 0*5 per cent, of carbon, 
and a positive variation with steels in which the carbon-content exceeds 0-5 per 
cent. With extra hard steels, cast steels, and some alloy steels of martensitic 
structure, the variation of flux with torsion is continuous. Repeated torsions 
cause the steels to approach a state of magnetic saturation ; and cold-working 
tends to increase the variations produced in the magnetic flux of torsion. 
S. R. Williams found that the permeability of cast-iron rods is changed by tension, 
and concluded tliat J. T. Rood's o})servation to the opposite effect is wrong. 

R. 0. Maggi reported that tlie thermal eonduclivifi/ of iron is altered by magneti¬ 
zation. According to H. Tomlinson, the thermal conductivity of a bar of soft 
iron is diminished by tem})orarv longitudinal magnetization, and increased by 
transverse magnetization, whilst in tli(‘ case of steel of different degree of hardness, 
magnetization produces the same kind of effe(‘t. The change with soft iron is at 
least 10 per cent. j)ossibly more ; whilst the change for thermal and electrical 
conductivities is not very different. A. Naccari and M. Bellati could detect no 
influence of magnetization on the thermal conductivity of iron, but A. Battelli, 

A. Lafay, and E. Fossati observed the alteration in this property with magnetiza¬ 
tion. Indeed, D. Korda said that thermal conductivity decreases along the lines 
of magnetic force and is unaffected acro.ss them ride si(pr(t, thermal conductivitv. 
H. M. Brown found that witli a longitudinal inagTietic* field of 1(),00() gauss, tlu^ 
ratjo of the thermal condmtivity ()-l79 cal. ])er s(|. (in. ]»er degree with no 
field, to the conductivity in th<‘ magnetic field is()-988() , and with transverse fields 
of 80(K) and 4(MK) gauss, the ratios are, r(*s[>ect ively, I-(MM), and ()'99ti. R. S. E])st<‘in 
studied the specific heat of ferromagnetic materials; J. A. Becker, the effect of 
magnetization on tlie absorption ol X-rays; J. 11. .1. Roole, the effed on the 
photo-electric properties ; and E. Re(‘ger, the magmdo ])hoto-])h()resis of aerosols 
J. R. Ashworth discussed the relations between the magnetic and thermal constants. 

B. V. Hill found tliat the s]). lit. decreases with an increase in magnetic permeability. 

X, \V. Fischer tlioiight magnetized iron to la* a worse and J. H. Abraham a 

better electrical condactor than non-magnetized iron. Both observations weic 
considered by K. W. Knoehenhauer to be doubtful. E. Edlund observed that 
the electrical resistaffce of iron by temporary magnetization is in(‘r(*as(*d in tin* 
direction of its magnetic axis by about I in 3(MK). W. Bedz also found an incr(*ase 
in the resistance in the direction of tin* magnetic axis, but not with tran^versi* 
inagnetizat ion. V\". (b Adams observed a d(*(’rease in the re-^istance of hard steel, 
and an increase with solt steel on magnetization. Observations were made b} Lord 
Kelvin, 0. de Lucchi, A. Oray and E. T. Jones, (J. Barlow, J. A. Mathews, F. Auer¬ 
bach, E. 1). (^ampbell, W. Ouertler, E. (iumlich, N. H. Krank, A. Oarbasso, 
H. 7’omlinson, M. f'antone, R. Ka[»itza, W. Meissner and H. Sch(*ffers, (). Stern, 
0. Stierstadt, D. A. (Joldhammer, and H. Herwig vide sapra, (‘lectrical resist¬ 
ance. The relation between the el(*ctrical conductivity and ferromagnetism was 
discussed by J. Dorfman and R. Jaanus, and E. I), (^amj)bell. .1. R. Ashworth 
discus.sed the relation between the tlnumal and magnetic properties of iron ; and 
f(jr the effects of polarized light on magnetized iilms of iron- vide supra^ optical 
properties. M. de Broglie, T. D. Yensern, K. T. Rompton and E. A. Trousdale, 
and A. H. Rompton and 0. Rognley studi(‘d the action of X-rays on the sujiposed 
ultimate magnetic jiarticle of iron, and concluded that the most minute crystal 
aggregations in solid iron are not oriented by a magnetic field ; that the ultimate 
magnet camujt be a group of atoms like the chemical molecule ; and that the 
atom as a unit cannot account for ferromagnetism. J. i\ Stearns tried unsuccess¬ 
fully to detect a change in the intensity of the X-ray beam reflected from a crystal 
of silicon steel under the influence of a magnetic field ; and he concluded that 
electrons revolving in orbits within the atom cannot account for ferromagnetism. 

C. W. Heaps studied the effect of a transverse magnetic field oi) the electrical 
resistance of iron. The changes of resistance with longitudinal and transverse 
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ma|<netic fields was studied by (’. (f. Knott. L. Grunmach observed an increase 
of resistance in fields up to 80(X) gauss, beyond which a decrease occurred. 

G. Knott observed no initial increase. He found that under the influence of 
longitudinal magnetization the electrical resistance of iron and steel is increased, 
but this increase is notably diininished when the longitudinal magnetizing force 
is su))erposed cyclically upon a steadily sustained transverse magnetization. In 
the highest transverse fields used, the change of resistance due to the superposed 
longitudinal field was in most cases very small. Under the influence of a trans¬ 
verse magnetization the electrical resistance of iron and steel is diminished, and this 


diminution becomes markedly greater when the transverse field is superposed 
cyclically upon a steadily maintained longitudinal field. In certain cases the 
change of resistance due to the transverse magnetizing force was more than doubled 
when this field was superposed upon the steadily maintained longitudinal field. 

The effects of magnetization on the resistance of single crystals of iron, observed 
by W. Ti. Webster, are indicated in Fig. 317. In spite of the enormous change of 
length for the (lO(J)-direction, there is practically no 

change of resistance. There is also a parallelism. i- t-t -- i 

(Consequently the change of resistance is caused by “ ! ' / 

the distortion of some sort of electron lattice by the ^ t " T j 

pulling away of the magnetic axes of the electrons ^ } J |/ 

from their normal cubic direction; and a cube of ^ f 1 ' ^ ^ I 

iron magnetized along.a cubic axis remains electrically ^ ^ ' _T 

isotropic in spite of its magnetostrictive distortion. Ti;' 

These conclusions are borne out by the transverse ^ 1 I . 

magneto-resistance effect. In this cuvse there is a 0 ^00 800 1800 1600 

small change of resistance' roughly proportional to Intensity ma^net/zdt/on 

the a])plicd field, which ap])ears in all cases and is The Kfiort of Ma«* 

iirobably of tlie same nature as the change occurring uctJz;ation on the KeKistanco 
' „ ^ . rm. • • of JMn^le Crvsfals of Iron, 

in all metals, ferromagnetic or not. there is, in 

jiddition, a change depending for sign and magnitude on the directions of the 
current and magnetic field. This is the definitely crystalline effect, and it has the 
inifiortant property of vanishing whenever the magnetic field is parallef to a (uibic 
axis—that is, whenever the magnetic condition of the iron is normal. 

For N. Akuloff’s observations with single crystals, rule mpm. For the 
effect of a magnetic field on the electrode jfotential of iron, vide supra. F. M. Fugh 
found that a break in the linear relations of the Hall effect coincides with the 


0 ^00 800 im 1600 

Intensity ma^net/zdt/on 


maximum permeability. According to J. Trowbridge, the magnetic permealiility 
of iron wires exercises an important influence upon the decay of electrical oscil¬ 
lations of high frequency. The influence is so great that the oscillations may be 
reduced to half an oscillation on a circuit of suitable self-induction and capacity 
for juoducing them. It is probable that the time of oscillation on iron wires may 
be changed. (Consequently, currents of high frequency, such as are produced in 
Leyden jar discharges, magnetize iron. 

('. Barns and V. 8trouhal observed that the (hermoelecfnc force, E, of the 
copper-iron coiqile is very slightly greater with magnetized iron ; for non- 
Tuagnetized non, E U-OylSObld—dj)-0-06262(d2—d-j) ; and for magnetized iron 
F--O*() 3 l 3 O 8 ( 0 — 0 ,) - U-Oti 261 (^ 2 _. 02 j), Xhe couple with magnetized and non- 
magnetized wire has a thermoelectric force of /i--()-Ug37(0—' ^“i)- 
H. Tomlinson, W. H. Boss, C. W. Heaps, H. Schaffert, 8. Seass, A. Battelli, M. (dias- 
sagny, and P. 1. Bachmetjeff also made oliservations on this sufqect. In 1856, 
Lord Kelvin (W, Thomson) showed that a thermo-couple consisting of magnetized 
and unmagnetized iron of the same hardness and form, furnishes an electric current 
in one case from unniagnetized to longitudinally magnetized iron through the hot 
junction, and in another from transversely magnetized to unmagnetized iron 
through the liot junction ; consequently, also from transversely to longitudinally 
Ji‘agnetized iron through the hot junction. A. Battelli observed an increased 
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Peltier effect with magnetized iron, but magnetization has no perceptible influence 
on the Thomson effect, W. K. Mitiaeff found that the magnetic permeability of 
iron in a constant field of 600 gauss is reduced by electromagnetic waves of length 
55 to 114 metres —vide supra. G. A. Carse and D. Jack observed no difference in 
the electron emission from magnetized and unmagnetized iron. 

According to H, A. Rowland and L. Bell, they embedded two iron rods in 
insulating material, so that the j)oint of one and the side of the other were laid bare 
by removing the insulation, and placed the rods in a beaker l)etween the poles of 
an electromagnet, and connected them with a galvanometer. Then, when they are 
acted on by chemical reagents, no current is produced when perpendicular to the 
lines of force ; and w^hen parallel, a current is produced, the sharp-pointed rod 
forming the negative element; soon afterwards reversal takes place. The direction 
of the current is independent of that in the magnet. Similar, but much weaker, 
effects are produced with nickel and cobalt. The action is greatest with substances 
which, like nitric acid, attack the iron without the evolution of hydrogen. The 
reversal can be annulled by preventing motion in the liquid by means of gelatin or 
sand. The e.m.f. varies from 0*0001 to 0*02 volt. The evolved hydrogen probably 
acts mechanically in reducing the current. The protection of the pointed end from 
the reagents is due to the increased energy required to remove the iron. No 
differential action was observed with plane surfaces, but where a point occurs, 
some protection ensues, so that elevation increases in size. 

P. Weiss, and P. Weiss and R. Forrer gave 11 and 15 for the magnetic moment 
of a-iron ; and 14 for y-iron. The subject was studied by N. Akuloff, C. J. Gorter, 
P. W^eiss and G. Foex, R. W. Roberts, E. C. Stoner, S. J. and L. J. H. Barnett, 
R. H. Fowler and F. 0. Powell, W\ J. de Haas, 0. Laporte and A. Sommerfeld, 
C. Sadron, A. Sommerfeld, P. Weiss and co-workers, and A. Wolf. Basing an 
argument on the supposed constitution of magnetic oxide of iron, F. Gross 
assumed that iron has the constitution 



P. Weiss, and L. A. Welo and 0. Baudisch measured the magnetic moments 
of iron salts ; and S. S. Bhatnagar and co-workers found that there is a slight 
increase in the paramagnetism when iron salts are adsorbed on charcoal, and when 
adsorbed on charcoal the salts are diamagnetic. This is thought to favour the 
view that the adsorption is a process of chemical combination. J. H. van Vleck 
studied the susceptibility of the iron salts. P. Collet and F. Birch discussed 
the paramagnetism of the iron in potassium ferricyanide; L. A. Welo, in 
Fe 3 (CH 3 COO) 6 (OH) 2 Cl. R. H. Weber found the atomic magnetism of iron in 
JFe 2 (S 04)3 and FeSO^ to be respectively 0*01521 and 0*01276. The magnetic 
properties of various iron compounds were studied by L. Cambi and co-workers, 
G. Foex, L. C. Jackson, and W. Klemm and co-workers ; the photo-magnetic 
effect of salts in soln., by D. M. Bose and P. K. Raha; and the magnetic 
properties in relation to the periodic law, by P. Weiss. 

W. Sucksmith and L. F. Bates, and F. Coeterier and P. Scherrer studied the 
gyromagnetic effect. 0. W. Richardson showed that if the magnetic properties of 
ferromagnetic substances are due to the rotation of electron orbits in the atom, 
a change in the magnetic moment, Jf, should be accompanied by a change in the 
angular momentum, f/, such that ?7/Jf=2m/e, where m and e are the mass and 
charge of an electron respectively. If K denotes the ratio UjM : 2w/e, then K 
for iron is about half the theoretical value, for A"—0*503. Observations were 
made by 0. Dahl and J. Pfaffenberger, A. P. Chattock and L. F. Bates, S. J. and 
L. J. H. Barnett, A. Serres, W. Sucksmith, and J. W. Fisher. F. Ehrenhaft 
studied the magnetophoresis and the electrophoresis of iron. 

T. D. Yensen observed that there is no evidence of any change in the crystal 
units of iron when subjected to a strong magnetic field, and hence it is probable 
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that the magneton is an atomic property. The theory of ferromagnetism was 
discussed by N. Akuloff, H. S. Allen, J. R. Ashworth, 0. von Auwers aod 
co-workers, S. J. Barnett, W. F. Barrett and W. Brown, E. Bauer, R. Becker 
and co-workers, F. Bitter, F. Bloch, D. M. Bose, L. Brillouin, L. Bruninghaus, 
B. Cabrera, F. W. Constant, C. G. Darwin, J. Dorfmaii and co-workers, J. A. Eldridge, 
W. B. Ellwood, E. Englert, P. S. Epstein, H. Fahlenbrach, G. F. Fitzgerald, 
A. V. de Forest, R. Forrer, R. H. Fowler and F. C. Powell, J. P'renkel, J. Frenkel 
and J. Dorfmau, 0. E. Frivold, R. Gans, W. Gerlach, O. Halpern, W. Heisenberg, 
T. Hirone and T. Hikosaka, K. Honda, E. Howells, D. R. Inglis, J. C. Jackson, 
W. Jager and W. Meissner, V. Jordan and V. Fock, J. Kelen, K. Kreielsheimer, 
J. Kunz, 0. Laporte, G. N. Lewis, G. H. Livens, Y. H. Loring, R. G. Loyarte, 
H. Ludloff and C. Reymann, L. W. McKeelian and co-workers, G. S. Mahajani, 
p]. Merritt, A. E. Oxley, L. Pincherle, F. C. Powell, 8. L. Quimby, F. Regler, 
J. C. Slater, J. H. Smith, J. C. Stearns, E. C. Stoner, W. Sucksmith, R. Swinne, 
E. Teller, E. M. Terry, N. Tunazima, ¥, Tyler, E. Vogt, W. L. Webster, P. Weiss, 
P, Weiss and R. Forrer, L. A. Welo, E. H. Williams, R, L. Wills, J. P'. T. Young, 
and F. Zwicky. 


KKFEBENCES. 

* J. H. Abraham, Jahrtsb. Fhj/.s, V(r. Frankfurt^ 1. 357, 1824 ; A. Abt, (Untr. Ztg. Opt. 
i/ec/i., 2. 229, 1893 ; IVirc/. ylnn., 45. 80, 1892 ; Fhijnik^ (4), 6. 774, 1902 ; FUcfriciari, 39. 
r)35, 1897; A. P. Adams, Tram, Armr, Imt. Elect. Eng., 12. 98, 1895; J. K. Adams and 
K. (hjecklcT, Tram. Am<r. Soc. Sted Traitimj, 10. 173, 213, 1926; L. H. Adams and 
J. Vs. Green, Phil. Mag., (7), 12. 361, 1931 ; W. G. Adams, Proc. Roy. Soc., 23. 533, 1875 ; Phil. 
Mag., (5), 1. 153, 1876 ; M. Adcr, (om,pt. R( mi., 88. 641, 1879 ; G. B. Airy, Phil. Mag., (4), 25. 
151, 1863 ; N. Akuloff, Phys. Zeit., 32. 107, 1931 ; Zett. Phydk, 52. 389‘, 752, 1928 ; 54. 582, 

1929 ; 57. 249, 1929 ; 59. 254, 1930 ; 64. 559, 817, 1930 ; 66. 533, 1930 ; 67. 794, 1931 ; 69. 
78, 822, 1931 ; 71. 11, 1931 ; 80. 693, 1933 ; 81. 790, 1933 ; N. Akuloff and N. Briichatoff, Ann. 
Physik, (5), 15. 741,750, 1933 ; N. Akuloff and M. Degtyar, ih., (5), 15, 750, 1932; II. Alfven, Zeit. 
Physik, 83. 222, 1933; K. F. W. Alexanderson, ElektroUch. Zeit., 32. 1078, 1911; H. S. Allen, Proc. 
Phys. Soc., 42. 372,1930 ; C. Anand and M. Dayal, Zeit. Phyaik, 52. 382, 1928 ; J. H. Andrew, 
d. E. Kipon, C. P. Miller and A. Wragg, Journ. Iron Sted Ind., 101. i, 527, 1920 ; VV. Arkadieff, 
Phys. Zeit., 22. 511, 1921 ; 14. 561, 1913; Zeit. Physik, 12. 116, 1931 ; 27. 11, 1924; 74. 396, 
1932; 79. 558, 1933; Phys. Zeit. Souyetnnion, 3. 1, 1933; Phil. Mag., (6), 50. 157, 1928; 
A, M. Armour, Electrician, 105. 304, 1930; H. D. Arnold and G. W. Elinen, Journ. Franklin 
Inst,, 195. 621, 1923; G. Ascoli, Rend, Aevad. Lim’d, (5), 2. ii, 30, 1893 ; Nuovo Cimento, (5), 
3. 5, 1902 ; M. Aseoli and F. Lori, Aiti Accad, Lined, (5), 3. 157, 1894; Wied. Aim., 54. 196, 
1895; J. K. Ashworth, Proc. Roy. Soc., 62. 210, 1898 ; 70. 27, 1901 ; Proc. Phys. Soc., 42. 449, 

1930 ; Experimental Researches on Draum Steel, London, 1903 ; Mature, 111. 773, 1923 ; 116. 397, 
1925; 121. 323, 1928; 128. 1003, 1931; Phil. Mag., (6), 23. 36, 1912; (6), 27. 357, 1914; 
(6), 30. 711, 1915 ; (6), 33. 335, 1917 ; (6), 47. 848, 1924 ; (7), 10. 681, 1930 ; P. Asteroth, Der 
LinflurSs der therinischen und niechanischcn Vorgeschucht, auf die magiuiischen Eigenschaflen 
uisbesonderc die llystercse Heusler.sche Legierungen, Marburg, 1907 ; E. van Aubel, Phys. Rev., 
(1), 16. 60, 1903; P’. Auerbach, Wivd. Ann., 5. 289, 1878; Moderne Magnelik, Leipzig, 1921 ; 
L. W. Austin, Verh. dent. phys. Gis., 6. 21, 1904; Phil. Trans., 194. A, 201, 1900; Phys. Rev., 
(1), 10. 180, 1900; L. VV. Austin and K. Guthe, Bull. Bur. Standards, 2. 297, 1906; O. von 
Auwers, Jahrb. Rad. Eiektron, 17. 181, 1921; Phys. Zeit., 29. 921, 1928; Zeit. tech. Phys., 8. 
475, 1928 ; Wiss. Veroff. Siemens-Konzern, 4. 266, 1925; 7. 197, 1929; Natunviss., 20. 257, 
1932; Q. von Auwers and H. Kiihiewein, Ann. Physik, (5), 17. 107, 121, 1933; O. von Auwers 
and G. J. Sizoo, Zeit. Physik, 60. 576, 1930; P. 1. Baehmetjeff, Sitzber. Akad. Wien, 104. 
71, 1895; Ejcner's Repert., 26. 137, 1890; Wied. Ann., 43. 723, 1891 ; F. G. Bailev, Proc. Roy. 
Soc., 56. 576, 1894 ; 60. 182, 1896 ; Nature, 52. 536, 1894 ; J. M. Baldwin, Eng., 102. 603, 1906 ; 
Phil. Mag., (6), 13. 232, 1907; J. D. Ball, Journ. Franklin Inst., 181. 459, 1916; J. D. Bail 
and W. E. Ruder, Electridan, 74. 55, 1914; Gen. Elect. Rev., 17. 487, 1914; A. Banti, Atii 
Accad. Lined, (4), 7. 62, 1891 ; H. Barkhausen, Phys. Zeit., 5. 518, 1924 ; 20. 401, 1919 ; Zeit. 
tech. Phys., 5. 518, 1924; G. Barlow, Proc. Roy. Soc., 71. 30, 1901 ; B.A. Rep., 581, 1901 ; 
P. Barlow, Phil. Trans., 112. 117, 1822; Phil. Mag., 59. 241, 1822; Gilberrs Ann., 73. 229, 
1823 ; P. Barlow and C. Boiinycastle, Phil. Trans., 112. 118,1822 ; S. J. Barnett, Phys. Rev., (2), 
®1- 1116, 1928 ; Bull. Nat. Research Council, (6), 3. 235, 1922 ; Proc. Amer. Acad., 66. 273, 1931 ; 
b. J. and L. J. H. Barnett, ib., 60. 127, 1925 ; Phys. Rev., (2), 20. 90, 1922 ; (2), 28. 782, 1924 ; 
G* H. Barrett, Elect. World, Eng., 46. 1072, 1905; W. F. Barrett, Nature, 14. 264, 1876; 26. 
•>85, 1882; Proc. Roy. Soc., 69. 480, 1901 ; Phil. Mag., (5), 47. 51, 1874; W. F. Barrett and 
W. Brown, Nature, 59. 602, 1899 ; W. F. Barrett, W. Brown and R. A. Hadtiold, Trans. Roy. 
^^^•publin, (2), 7. 67, 1901 ; (2), 8. 1, 1902 ; C. Barus, Amer. Jmmi. Science, (3), 31. 443, 1886 ; 
(3), 88. 308, 1887 ; (3), 34. 17.5, 1887 ; (4), 10. 407, 1900 ; (4), 11. 97, 1901 ; Phys. Rev., (1), 13. 



28 ^ 


INORGANIC AND THEORETICAL CHEMISTRY 


283, 1901 ; C. Barus and V. Strouhal, Btill, U,S. Geol. Sur., 27, 1885 ; Abh, Bohm. Oes., (6), 
12. 14, 15, 1884; Colliert/ Guardian, 58. 710, 1892; Wied, Ann., 20. 525, 1883; Ihber den 
Kinfluss der lidrte des Stahles auf dtasen Magnetisirburkeit, Wurzburg, 1882 ; L. F. Bates, Proe, 
Phys. Soc., 48. 87, 1931 ; A. Battclli, Atti Accad. Lined, (5), 2. IH2, 1893; Atii Id. Veneto, 
(7), 4. 1452, 1893 ; Atti Aecad. T(trino, 21. 5,59, 1886 ; K. Bauer, Journ. Phyft. Rad., (6), 10. 345, 
1929; Baur, Ncue Vntersnehungen ilber den Magneti’^mua, Zurich, 1879; Wied. A7hn., 11. 
394, 1880; W, Beatsoii, Arch. Sciences Genere, (1), 2, J13, 1846; Arch. Elect., 5. 197, 1845; 
Elect. Mag. .2. 294, 1846 ; H. Beattie and P. M. Elton, Electrician. 68. 299, 341, 11K)9 ; K. Beatti<‘ 
and H. Oerrard, ib., 64. 750, 1909; F. .1. Beck and L. W. McKeehan, Phys. Rev.. (2), 41. 385, 
1932; (2), 42. 714, 1932; K. Beck, Vierteljahr. Sat. Ges. Zurich, 6S. 116,1918; A. Becker, 
Phys. Per.. (2), 20. 115, 1922 ; (2), 22. 320, 1923 ; K. Becker, Zeit. Metallknnde. 23. 94, 1931 ; 
Phys. Zeit., 33. 1K)5, 1932; Zeit. Elektrochew.. 37. 403, 1931; Zeif. Phydk. 62. 253, 1930; 
R. Becker and M. Kinsten, ib., 64. 660, 1930; E. Becqucrel, Compt. Rend., 20. 1708, 1845; 
W. Beetz, Pogg. Ann., 128. 193, 1866 ; 152. 484, 1874 ; 156. 472, 1875 ; G. Belloc, Ann. Vhim. 
Phys,, (5), 30. 42, 1903 ; C. Benedicks, Journ. Iron Steel hist., 89. i, 407, 1914 ; Bihang Srenska 
Akad., 27. 5, 1902; Rechsrehes physiques et physico-chimiques snr Fader au carbone, Uppaala, 
1904; A. Berget, Compt. Rend., 115. 722, 1892; T. Berglund and A. .lohanaHon, Jernkoniorets 
Ann., 115. 409, 1931 ; F. G. A. Berson, ib., 106. 592, 1888 ; 108. 94, 1889 ; Ann. Chim. Phys., 
(5), 8. 433, 1886; 8. 8. Bhatnagar, K. N. Mathur and P. L. Xapar, Indtan Journ. Physics, 8. 
53, 1928; 8. Bidwell, Phil. Mag., (5), 22. 253, 1886; Phil. Trans., 178. A. 205. 1888; Proc. 
Roy. Soc., 38. 265, 1885 ; 40. 109, 257, 486, 1886 ; 43. 406, 1888 ; 47. 469. 1890 ; 51. 495, 1892 ; 
55. 228, 1894; 56. 94, 1894; 73. 413, 1904; 74. 60, 1904 ; Phil. Trans., 179. A, 205. 1888 ; 52. 
469, 1890: (\ Bieler-Butticez, Arch. Sciences Genhr, (6), 9. 32, 1927 ; B. Biron, Ann. Physik, 
(5), 15. 167, 1932 ; F. Bitter, Phys. Rev., (2), 36. 978, 1930 ; (2), 37. 91. 1015, 1175, 1176, 1931 ; 
(2), 38. 528, 1903, 1931 ; (2), 39. 185. 337, .371, 1932: (2), 40. 1051,1932; (2). 41. 401, 507, 1932 ; 
(2), 42. 697, 731, 1932; (2), 43. 6.55, 19.33; K. C. Black, Prm. Amer. Acad.. 63. 49, 1928; 
F. Bloch, Zeit. Physik. 61. 206, 1930; 57. 545, 1929; 74. 295, 19.32; Physica, 10. 1.53, 1930; 
F. Bloch and G. Gentile, Zed. Physik, 10. 395. 19.31 ; A. Bock, Wied. Awa.,54. 442, 1895 ; Nature, 
51. 614, 1894; K. Bornatein, hufg. Aw;/.. 154. ,336, 1875; Ber. Math. Phys.. 26. 93. 1874; 
H. E. .1. G. du Bois, Phil. Mag.. (5), 29. 26.3. 293, 1890; Rapp. Congress Inirrnai. Phys., 2. 460, 
19(K) ; VV. N. Bond. Pnx'. Phys. S(K'., 43. 569, 1931 ; .1. Borginann, Journ. Russ. Phys. Chew. 
Soc., 14. 67, 1883; K. K. M. Bosanquet, Phd. Mag., (5), 19. 57, 73, ,3,33, 1885; 1). M. Bose. 
Zeit. Physik, 36. 213. 1926; 43. 864, 1927; 65. 677. 1930; Phil. Mag., (7), 5. 1048, 1928; 
1). M. Bose and P. K. Raha, Zed. Physik, 80. 361, 1933; H. Bouasse and A. Berthicr, Ann. 
('him. Phys., (8), 10. 199, 19()7 ; K. Bown, Journ. Franklin Inst., 183 41, 1917; JF Boyle, 

E. rperimrnts and Notts about the Mechanical Production of Magnetism, Jjondon, 1676 ; 

R. M. Bozorth, Phys. Rev., (2), 32. 124, 1928; (2), 33. 637, 1071 ; l’929 ; (2), 34. 772, 1929; 
(2), 39. 35.3, 19.32 ; H. M. Bozorth and J. F, Dillinger, (2), 35. 7.33, 19.30 : (2), 38. 192, 1931; 
(2), 41. 345. 1932; (2), 42. 882, 1932; B. B. Brackett, Phys. Rer., (1). 5. 257, 1897; Phil: 
Mag., (5), 44. 122, 1897; ib., (5), 44. 122, 1922; W. Brandt. Zeit. Physik, 73. 201, 1931; 

F. Braun, Wied. Ann., 60. 557, 1897 ; ih., 37- 97, 107, 1889 ; 38. 5.3, 67, 1889 ; G. S. van Breda, 

('ompt. Rend.. 21. 961, 1846 ; M. Breslaiier, Ferrurn, 34. 671, 1913 ; L. Brdlouin, ('ompt. Rend., 
194. 255, 19.32 ; M. de Broglie, Radium 10. 186, 1913; H. M. Brown, Phys. Rer., (2), 30. 364, 
1927; (2), 32. 508, 1928; W. Brown, Trans. Roy. S<h-. Dublin, (2), 9. 59. 71. 1907; (2), 12. 

312, 349, 480, 1912; (2), 14. 236, 296, 3.36, 521. 1915; (2), 15. 1, 41, 99, 121, 125, 137, 163, 

185, 1916: (2), 16. 78, 1920; (2), 17. 101, 175, 1920; Proc. Roy. S<h'., 89. A, 297, 1914; 
Journ. Inst. Elect. Eng., 44. 119, 1910 ; Phil. Mag., (5), 23. 420, 1887 ; A. Brugmans, Tentamina 
philosophica dc msderin inagneticu cjuMque nctione m ferrum, et magnetem, Franequera*, 1765 ; 
L. Briminghaus, Rer. Gen. Elect., 25. 197, 327, 1929 ; M. Brylin.sky, Ann. Physupo, (9), 20. 241, 
192.3 ; H. Buff, Liebig's Ann. SnjipL,3. 129, 143, 186.3 ; C. F. Burgess and.I. Aston, Elcctrochem. 
Met. hid., 1. 467, 19^)9; 8. 2.3, 79, 131, 470, 6,58, 673, 1910; C. F. Burgess and A. H. Taylor, 
Pntc. Amer. Inst. Elect, Eng., 25. 445, 1908 ; ('. W. Burrows, Proc. Amer. Soc. Tisting Maltrials, 
10. 616, 1910 ; 13. 570, 191.3 ; Iron Age, 92. 51, 1913 ; Bull. Bur. Standards, 4. 204, 1908 ; 18. 
173, 19l(i; (\ \\ . Burrows and F. P. Fahy, Trans. Amt-r. Soc. Testing Materials, 19. ii, 5, 1919 ; 
E. F. Burton and B. Phillijis, Proc. ('nmhndgt Phil. Sen., 13. 260, 1906; B. G. Byers and 
A. F. Morgan, Journ. Anar. ('lum. Soc.. 33. 757, HU 1 ; B. Cabrera, Anal. Eis. i^uim., 20. 92, 
1922; 22. 463, 1024; 24. 293, 1926; 26. .50, 1928 ; 28. 431, 1930; L. Cainbi and L. Szegii, 
Ber., 64. B, 2591, 1931 ; \j. Cainbi, L. Szego and A. Cagnasso, Atti Accad. Lined, (6), 15. 320, 
19.32; A. (5nnpMI. Phil. Mag., (5), 12. 4M, 1008; Journ. Inst. Elect. Eng., 54. 35, 1915; 
A. Campbell and B. C. Booth, Electrician, 71. 1027, 191.3; Proc. Phys. Soc., 26. 192, 1913; 
E. D. Cainplx‘11, Trans. Faraday Sm., 16. 554, 1921 ; 21. 338, 1926; E. I). (’ain})lKjll and 
E. H. .John.son, Journ. Iron Steel Ind., 106. li, 201, 1922 ; p]. 1). (5implK‘ll and B. W. Mohr, ib., 
113. i, 37.5, 1926; E. 1). Campbell and G. VV. Whitney, ib., 110. ii, 291. 1924 ; A. Canipetti, 
Ntioro (Um-ento, (3), 28. 59, 1890; Atti Accad. Torino, 20. 553, 1891 ; A. (’aneaiii, Atti Accad. 
Lined, (4),2.\,m, 1887 ; (4),4.i,334, 1887 ; .).Canton, /V«7. 7V«/w.,50. 398, 1759 ; M.Cantone, 
Atti Accad. Lined, {4), 0. 1187, 1890; (5),l.i,424, 1892; (5),l.ii, 119,277, 1892; T. (Vrnelley, 
Phil. Mag., (5), 7. 305, 1879 ; (F A. Carse and 1). Jack, Proc. Roy. Soc. Edin., 48. 226, 1923 ; 
T. Cavallo, A Treatise on Magnetism, London, 1787 ; H. Cazaud, ('ompt. Rend,, 178. 1610, 1924 ; 
182. 467, 1926 ; Rev. Met., 21. 473, 1924 ; A. Cazin, Compt. Rend., 78. 845, 1874 ; 79. 290, 1874 ; 
Journ. Phys., (1), 5. Ill, 1876; Ann. ('him. Phys., (5), 6. 49.3. 1875; -M. Chassagny, C<rmpt. 



IRON 


289 


Bend., 116. 977, 1893 ; H. le Chatelier, ih., 119. 272,1894 ; 129. 331, 497. 1899 ; A. P. Chattock 
and L. F. Bates, Phil. Trans.^ 223. A, 257, 1922 ; L. M. Cheesman, Jahresb. Phys. Ver. Frankfurt, 
16. 204, 1882 ; W. L. Cheney, Scient. Paper U.8. Bur. Standards, 383, 1920 ; 463, 1923 ; 
R. Chevallier, Compt. Rend., 194. 1327, 1468, 1932; C. Chistoni and 0. G. de Vecchi, Nuovo 
Cimento, (4), 6. 216, 1897; Electrician, 40. 36, 1897; Industries Iron, 24. 113, 1898; Mern. 
Accad. Modena, 1. 37, 1898 ; 2. 125, 1900 ; M. Choron, Compt. Rend., 29. 1456, 1845 ; C. Chree, 
Nature,!^. 639,1906 ; Phil. Trans., 181. 329,1891; Proc. Roy. Soc., 47. 41,1889 ; S. H. Christie, 
Phil. Trans., 118. 325, 1828; 123. 96, 1833; Roy. Inst. Journ., 1. 243, 1831 ; B. G. Churcher, 
Electrician, 103. 659, 1929; P. P, Cioffi, Nature, 126. 200. 1930; Phijs. Rev., (2), 39. 363, 1932 ; 
A. Cisman, Ann. Physik, (5), 6. 825, 1930; S. S. Clark, Proc. Amer. Assor. Adv, Science, 47. 
137, 1899; G. Claude, (\)mpi. Rend, 129. 409, 1899 ; 0. Claus, Ueber den Einjiuss von Tern- 
peraiurdnderungen avf den Magnetisum dea galvaniachen Eisens, Munich, 1882 ; F. Coeterier and 
P. Scherrer, Helvetica Phys. Acta, 6. 217, 1932; P. Collet and F. Birch, Compt. Rend., 
187. 35, 1928 ; E. Colver-Glauert and S. Hjlpert, Journ. Iron Steel. Inst., 83. i, 376, 1931 ; 
A. H. Compton and O. Rognley, Phys. Rev., (2), 16. 464, 1920; K. T. Compton and 
E. A. Trousdale, ib., (2), 6. 315, 1915; E. Condon, ib., (2). 23. 665, 1924; F. W. Constant. 
ib., (2), 82. 486, 1928 ; (2), 84. 1217, 1929 ; 0. M. Corbino, Atti Accad. Lincei, (6), 16. 167. 1907; 
C. A. Coulomb, Mem. Acad., 266, 1784; Journ. Phys., 64. 367, 464, 1802 ; Phil. Mag., 12. 278, 
1802 ; Roy. Inst. Journ., 1. 134, 1802 ; Bull. Soc. Philomath., 3. 114, 1802 ; Mem. Imt., 6. 399, 
1806 ; J. Coulson, Phys. Rev., (2), 19. 528, 1922 ; (2), 20. 61, 1922 ; N. Crane, Acta Lund. Univ., 
80. 6, 1894 ; W. R. Crane, Trans. Amer. Inst. Min. Eng., 81. 406, 1901 ; E. H. Crupper, Engg., 
117. 452, 601, 660, 786, 816, 1924 ; E. E. F. Creighton, Trans. Amer. EUctrochem. Soc., 18. 127, 
1908 ; Electrician, 62. 1006, 1909 ; R. E. B. Crompton, Proc. Inst. Civil Eng., 162. 339, 1905 ; 
P. Curie, Compt. Rend., 118. 796, 859, 1894 ; PropriAtis magnetiques de^ corps d diverses temper¬ 
atures, \ Awa.GAim. P/ty^.,(7),6.289, 1895; Jo«rr?. PAys., (3), 6. 289,1895; S. Curie, 

Bull. Soc. Enc. Nat. hid., (2), 8. 36, 1897; Compt. Rend., 126. 1165, 1897; Metallographist, 1. 
107, 229, 274, 1898; Propriitis magniiiques des aciers trempis, Paris, 1898; Stahl Eisen, 21. 
156, 1901 ; E. Czerlinsky, Ann. Physik, (6), 18. 80, 1932; K. Baeves, Stahl Eisen, 44. 1283, 
1924 ; Zeit. Elektrochem., 32. 479, 1926; O. Dahl and J. Pfaffenberger, Zeit. Physik, 71. 93, 1931 ; 
N. Danielsen, Min. Met., 6. 669, 1924; K. K. Darrow, Journ. Tech. Bell. System, 6. 295, 1927 ; 
C. G. Darwin, Engg., 119. 693,1925 ; D. 0. S. Davies, Nature, 75. 102,1906 ; W. H. Dearden and 
C. Benedicks, Journ. Iron Steel Inst., 118. i, 393, 1926; A. A. Dee, Proc. Roy. Soc., 104. A, 316, 
1923 ; P, Dejean, Ann. Physique, (9), 18. 171, 1922; Compt. Rend., 178. 412, 1921 ; G. Delbart, 
lb., 183. 662, 1926 ; Aciers Spiciaux, 5. 483,1930; M. Delezenne, Bibl. Univ., (2), 16. 406,1838 ; 
R. P. Devries, Proc. Ainer. Soc. Testing Materials, 12. i, 9. 1912 ; H. A. Dickie, Journ. Iron Steel 
Inst., 20. ii, 161, 1929 ; G. Dietsch and W, Fricke, Phys. Zeit., 32. 640, 1931 ; H. E. DUler, Iron 
Trade Rev., 68. 45, 1903 ; Iron Steel Mag., 8. 122,1905 ; G. Dillner and A. F. Enstrbm, Journ. Iron 
Steel Inst., 67. i, 474, 1905 ; Bihang Jernkontorets Ann., 271, 1905 ; A. Dina, Elettricita, 20. 514, 
628, 1901; E. Donati, i6., 6. 241, 1908; J. Dorfman, Compf. Rend., 190. 924, 1930; J. Dorf- 
man and R. Jaanus, Physik, 54. 277, 1929; 70. 796, 193); Naturwiss., 16. 1026, 1928; 

J. Dorfman and 1. Kikoin, Zeit. Physik, 64.289,1929; H. G. Dorsey, Phys. Rev., (1), 30.698,1910; 

R. L. Dowdell, Trans. Amer. Soc. Steel Treating, 6.27, 1924? C. V. Drysdale, Feildens Mag., 6. 
140, 1902; Journ. Inst. Elect. Eng., 31. 283, 1901 ; P. H. Dudley, Trans. Amer. Soc. Testing 
Materials, 19. ii, 51, 1919 ; C. C. Duel), Trans. Amer. Soc. Steel Treating, 16. 630, 1929 ; L. Dufour, 
Bull. Soc. Vaudois., 5. 351, 1856 ; Arch. Scie^ices Oenkve, (1), 31. 104, 1856 ; (1), 34. 5, 295, 1857 ; 
P. Duhem, Rev. Qen. Sciences, 17. 8, 64, 1907 ; L. Dumas, Compt. Rend., 129. 42, 1899 ; 
E. Dumont, Bull. Univ. Mines, 42. 145, 1898; Compt. Rend., 126. 741, 1899; Arch. Sciences 
Geneve, (3), 5. 331, 426, 1898 ; A. Durward, Amer. Journ. Sciences, (4), 5. 245, 1899 ; E. Dussler, 
Zeit. Physik, 60. 195, 1928; E. Dussler and W. Gerlach, ib., 39. 327, 1926; 44. 279, 
1927 ; 62. 382, 1928 ; A. EMing and E. Schmidt, Electrician, 38. 336, 1896 ; Zeit. Instrkde., 16. 
77, 353, 1896 ; Stahl Eisen, 17. 444, 1897 ; Elektrotech. Zeit., 18. 276, 1897 ; W. H. Eccles, Phil. 
Mag., (6), 12. 109, 1906 ; T. A. Edison, Pa Nature, 15. 241, 1887 ; U.S. Pat. No. 231704, 1880 ; 
E. Edlund, Pogg. Ann., 93. 315, 1854 ; 123. 205, 1864 ; R. L. Edwards, Phys. Rev., (2), 29. 321, 
1927 ; F. Ehrenhaft, Phil. Mag., (7), 11. 140, 1931 ; J. A. Eldridge, Phys. Rev., (2), 25. 115, 
1926; G. Eichenberg and W. 'Oertel, Stahl Eisen, 47. 262, 1927 ; Metallurgist, 2. 106, 1923; 
W. Elenbaas, 12. 126, 1932; Zeit. Physik, 76. 829, 1932; G. A. Ellinger,t7owrw. Research 

Bur. Standards, 7. 441, 1931 ; W. B. Ellwood, Phys. Rev., (2), 35. 1440, 1929 ; 36. 1066, 1930; 

K. Englert, Zeit. Physik, 74. 748, 1932 ; P. S. Epstein, Phys. Rev., (2), 22. 204, 1923 ; (2), 41. 91, 
262, 1932; F. Erhardt, Ann. Physik, (4), 54. 41, 1918; P. Erman, Pogg. Ann., 23. 493, 1831 ; 
A. Esau, Phys. Zeit., 32. 483, 1931 ; A. Esau and H. Kortum, Zeit. Physik, 73. 602, 1932; 
H. Esser, Stahl Eisen, 47. 337, 1927 ; H. Esser and H. Cornelius, Metallwirtschaft, 12. 210. 1933 ; 
d. W. Esterline and R. B. Treat, Electrician, 46. 649, 738, 1900 ; S. Kvershed, ib., 32. 481, 1894 ; 
94. 394, 400,1925 ; Journ. Inst. Elect. Eng., 68. 780, 819, 1920 ; 63. 725, 810, 1925 ; J. A. Ewing, 
Phi. Trans., 176. 523, 1885 ; Pror. Roy. Soc., 32. 21, 1881 ; 34. 39,1882 ; 36. 117, 132, 1882 ; 46. 
269, 1889; 100. A, 449, 1922; Proc. Phys. Soc., 42. 355, 1930; Electrician, 31. 623, 1893; 
34. 161, 297, 1895; Eng., 94. 194, 1902; PAil Mag., (4), 43. 493, 1922,' Proc. Roy. Soc. 

42. 97, 1922 ; 47. 141, 1927 ; Journ. Inst. Elect. Eng., 24. 398, 1894 ; 27. 526, 1898 ; Proc. 
Inst. Civil Eng., 126. 185, 1896; Magnetic Induction in Iron and Other Metals, London, 1900; 
d- A. Ewing and H. G. Klaassen, Phil. Trans., 184. A, 1024, 1894 ; J. A. Ewing and W. Low, 
180. A, 221, 1889; Proc. Roy. Soc., 42. 200, 1882 ; 45. 40, 1888; B.A. lUp., 686, 1887; 
VOh. XIII. U 



290 INORGANIC AND THEORETICAL CHEMISTRY 

H. Fablenbraoh. Phys. Zcit. 36. 1933; (3). H. 521. 1932; ¥. 1>, F,hy 

Chem. Mel. Kngy., 19. 247. lltlN: M Farady. i*' I8fl. 

IftiiB- Ph>] Man.. (3). 8. 177, 1836; H. Faaabendar, drr*. Alfktrolfrh., 2. 483. 1914 ; 4. 140 
1916: H. Fassbondpr and E. Hupka. .lakrb. drahll. Telegr., 133, 1912 ; L, Favc. Coynpt. Pend.’. 
270, 1870; K- B. FVhr, Jourji. Iron Steel Inst,, ®5. i, 203, 1917 ; K. M. Ferj^usoii, Pror. 



Phus Pad (1) 2. 3o:i, l!Kil ; L. ^OIIKS. rnys. nrr., —i, nr,;.-, , j ran^. 

Anir. Sor S- < Trmlmj, 4. 342, 1922 ; 6. 66,3, 1924 ; K. Fnrrer. rompt. Pend 180. 1263, 1925; 
183. ir)30, J920; 12J, 738, 1920; 188. 1242. 1929; 190. 1284, 1930; 194. 097, 779, 808, 
1932; 196. 1097,1933; Journ. Fhys. Had., (0), 10. 247, 1929; (7), 1. ^2. 312. 

1931; (7), 4. 109, 180, 1933; K. Forrer and .1. Martak, tb., (7), 2. 178, 1931; (7), 3. 
408, 19.32 ; B. Forror and J. Schneider, Compt. Hend., 190. 1391, 1930; J. horrest, Phil. Mag., 
(0), 50. 1009, 1925; E. Foasati, Suoro (^inunto, (3), 15. 158, 232, 1884; Hn'. Sci. Jnd., 21. 
0, 17, 42, 1889 ; 22. 83, 1890 ; U Fo.stA-r, Phtjs. Her., (2). 33. 1071, 1929 ; Phil. Mag., (7), 8. 304, 
1929; Foster and K. M. ilozorth. Natan, 125. 525. 1930; P. Fournel. Tww;)/. Jtend., 142. 

40, 1900 , K. H. Fowler and P. Kapitza. Proc. Rag. S(h\, 124. A, 1. 1929 ; R. H. Fowler and 
F. (\ Powell, I^roe. Candiridge Phil. Soc., 27. 280, 1931 ; L. Fraichet. Rev. MH., 20. 32, 549, 1923 ; 
Iron ( isd Trades Her., 107. 302, 1923 ; H. Frank, Ann. Phgsik, (4), 2. 338. 19(H); N. H. Frank, 
Zeit. Phg.siL 60. 082, 1930; M. L. Fran ken hei m, • 123. 77, 1804; J. Frenkel, Ze//. 

/VfVs/i', 49. 31, 1928 ; d. Frenkel and ,1. Idorfman, Natun , 126. 174, 1930; W. FrWkv, Zeit. Phystk, 
80. 324, 1933 ; F. C. Frisbie, Phys. Her., (I), 18. 432. 1904 ; C). K. Frivold. Ana. Physik, (4), 
65. 1, 1921 ; O. Frohlich, Elektrotech. Zeit., 2. 134, 170, 1881 ; 3. 69. 1882; (\ Froinme, Odh. 
Xarhr., 500, 1875; 157, 1876; H ied. Ann., 4. 98, 1878; 5. 345. 1878; 13. 695, 1881 ; 61. 55. 
1897 ; M. Fukuda, Jimrn. Japan. Inst. Elect. Emt., 978, 1924; K. (ians. Ann. Physik, (4), 27. 

I, 1908 ; (4), 29. 301, 1909 ; (4). 33. 1065, 1910;' (4), 42. 1065, 1913 ; (4), 64. 250, 621, 1921 ; 
(5), 15. 28, 1932; Contribucion Estud. Fis. Mat. Unir. la Plata, 1. 161, 1915; 2. 147, 1918; 
Naturwiss., 18. 184, 1930; Arch. Elektrotech., 3. 139, 1915; Zeit. Physik, 29. 270, 1924; Zur 
Theorie der Ferromagnetismuss, Halle, 1931; Phys. Zeit., 33. 15^ 924, 1932; H. Gans and 

J. von Harlem, Ann. Physik, (5), 16. 162, 19,33; H. Gans and K. (P Loyarte, ib., (4), 64. 200, 
1921; R. Gans and E. Gzerlinsky, ib., (5), 16. 625, 19.33; A. Garbasso, Aih Accud. Torino, 
26. 839, 1893; 28. 816, 1893; J. M. Gaugain, Ann. (^hnn. Phys., (5). 11. 5. 1877; Compt. 
Rend., 76. 86, 1873 ; 80. 297, 1875 ; 81. 40, 337, 613, 761, 1003, 1091, 1875 ; 82. 685, 1422, 1876 ; 
83. 661, 896, 1876 ; 85. 219, 615, 1014, 1877 ; 86. 5.36, 1879 ; N. J. (iebort, Journ. Amer. Soc. 
Steel Treating, 1. 302, 1919 ; Trans. Amer. Soc. Testing Materials, 19. ii, 117, 1919 ; H. Gerdien, 
.4nn. Physik, (4), 14. 51, 1904 ; EinJlu.'i.H der 7'orsion auf das magnetisch^e Moment zirknlar 
nuignetisierlpr Xirkd vnd Eisendrdhtr, Gottingen, 1904 ; W. Gerlach, Journ. Phys. Rad., (6), 10. 
273, 1929 ; Phys. Zeit., 25. 618, 1924 ; Nature, 127. 5.56, 1931 ; Ann. Physik, (4), 76. 163, 1925 ; 
(5), 8. 649, 19.31 ; (5), 12. 849, 1932 ; Znt. Physik, 38. 828, 1926 ; 39. 327, 1926 ; 59. 847. 1929 ; 
64. 502, 1!)30 ; Elektrotech. Zeit., 42. 129.3, 1921 ; W. Gerlach and P. Ijertes, Phys. Zeit., 22. 568, 
1921 ; Zfit. Physik, 4. 38.3, 1921 ; W. Gerlach and K. Schneidermann, Ann. Physik, (5), 6. 772, 
1930; F. (Jerold, Zeit. Metallkuvdr, 24. 25,5. 19.32; Arch. Eisenhiittenucsen, 5. 267, 1932; 
Stahl Eisen, 51. 428, 613, 1931 ; G. G. (iero.sa and G. Fnizi, Atti Accad, Lined, (5), 7. 253, 
1891 ; G. (i. Gero.sa and E. Mai, Rend. I.<it. Lombardo, 24. 951, 1894 ; H. Geweeke, Zeit. tcj'h. 
Phys., 9. 57, 1928 ; E. Gielie and F]. Hlechschmidi, Ann. Physik, (5), 11. 905, 1931 ; W. GillK*rt, 
De niagnetf, Lonilon, IBfM); Nature, 66. 249, 1902; M. Gildemeister, Ann. Physik, (4), 28. 
401, 1907; P. Goerens, Stahl Eisen, 33. 438, 1913; Journ. Iron Steel hid. — Carnegie Mem., Z. 
.320, 1911 ; J). A. Goldharamer, Wied. Ann., 31. 360, 1887; 36. 804! 1880; R. Goldschmidt, 
Phys. Zeit.. 31. 1058, 1930 ; F. Goltzc, (Jies,serei Zig., 10. 1, 39, 71, 461, 495, 1913 ; J. E. F. Gonlon 
and VV, Nev^all, Phil. Mag., (4), 42. 335, 1871 ; (\ ,1. (Sorter, Nature, 128. 68, 1931 ; Phys. 
Rer., (2), 42. 437, 1932; Phys. Zeit., 33. 546, 1932; 34. 462, 1933; A. Gradeiiwitz, Scient. 
Amer. StippL, 61. 25477, 1906; d. Grant, Metal Ind., 38. 593, 1931; A. Gray, B.A. Rep., 
5H2, 1901 ; /Vor. Hoy. Sts'., 56. 49, 1894 ; A. Gray and E. T. Jones, ib., 67. 208, 1901 ; A. Gray 
Mild A. Wood, tb., 70. 294, 1902 ; 73. 286, PH14 ; d. (J. Gray and H. Higgins, Mech. Eng., 24. 440, 
1909 ; Pror. Hoy. Stpe. Edin,, 29. 287, 1909 ; .1. G. Gray and A. 1). Ross, Trans. Faraday Soc., 8. 
11.5, 1912 ; \i. V. Gray, Phil. Mag., (7), 8. 521, 1927 ; T. Gray, ih., (5), 6. 321, 1878 ; T. E. Green, 
World Power, 1.41, 1924 ; J. Gregor, Paper Statens Prodngsamsf, Stockholm, 17, 1923 ; G. Grenet, 
Ann. Physique, (10), 18. 264, 1930; L. Grenet, Rev. Mit., 1. 353, 1901 ; H. Ories and H. Esaer, 
Arch. Elektrotech., 22. 145, 1929; K. W^ Grigoroff, Phys. Zeit Soujetunion, 3. 418, 1932; 

F. Gross, Bd. Assoc. Brasil. Pharms., 5. 216, 1924 ; 0. Grotrian, Wied. Ann., 52. 735, 1894; 
54. 452, 1895; W. R. Grove, Phil. Mag., (6), 35. 153, 1849; L. Grunmach, Wied. Ann., 85. 
764, 1888; W. Guertler, Zeit. FHeklrochem., 18. 601, 1912; 8. Guggenheim, Ueber magnetische 
Cnlersuchungen an Eiscn^Silizium, und Eisen-Nickellegierungev, Ziirich, 1910; Bull. Schweiz. 
Elekt. Ver., 1. 88, 1910; 0. E. Guillaume, Journ. Phys., (3), 7. 262, 1898-; C. M. Guillemin, 
Compt. Rend., 22. 264, 432, 1846; L. Guillet, Etude ijidusirielle dts alliages rn^talliques, Paris, 
141. 1906; K. Gnmlicii, ('hew. Zig.. 41. 469. 1918; Stahl Eisen, 22. 3.30, 1902; 88. 213.^ 



IRON 


291 


1913; 88. 469, 1918; 89. 765, 800, 841, 901, 966, 1919 ; 41. 1249, 1921 ; 42. 41, 97, 1922; 
45 1726, 1926; Electrician, 494, 1919; Klekirotech. Zeit, 28. 101, 1902; 80. 1065, 1909; 
32. 180, 1911 ; 41. 797, 1249, 1920; Trans. Faraday Soc., 8. 5, 1912; Testing, 1. 194, 1924; 
Ferrum, 10. 33, 1912 ; Ann. Physik, (4), 59. 668, 1919; Wise. Ahh. Reichsaiist., 4. 330, 1918 ; 
E Gumlich and P. Goerens, Ferrum, 9. 33, 1912 ; (2), 17. 101, 176, 1909; Proc. Roy. Soc., 89. 
A, 297, 1914 ; Stahl Risen, 32. 2188, 1912; 89. 765, 800, 841, 901, 966, 1919; Trans. Faraday 
S(>c., 8. 98, 1912 ; E. Gumlich and W. Rogowaky, Ann. Physik, (4), 84. 254, 1911 ; E. Gumlich 
and P. Rose, Wiss. Abh. Reichsanst., 4. 207, 1906 ; E. Gumlich and E. Schmidt, FAekiroiech. Zeit., 
22. 691, 1901 ; 86. 693, 1915 ; E. Gumlich and W. Steinhaus, ih., 88. 675, 1915 ; Arch. Elektroiech., 

4. 149, 1915 ; Verh. deut.phys. Ges., 17. 369, 1915 ; Stahl Risen, 88. 1477. 1913 ; E. Gumlich and 
E. Volhardt, Elektroiech. Zeit., 29. 903, 19(K); K. E. Guihc, Trans. Amer. hist. Elect. Eng., 14. 
.57, 1897 ; Industries Iron, 22. 345, 1897 ; C. Gutton and 1. Mibul. Compt. Rend., 184. 1234, 
1927 ; 185. 1197, 1928 ; C. E. Guyo and A. Schidiof, ib., 189. .517, 1904 ; (Unie Civil, 65. 382. 
HK)4; E. M. Guyer, Journ. Franklin Inst., 213. 75, 1932 ; G. Gum>rii and D. Faggiani, Met. 
Ital., 28. 1029, 1931 ; W. J. de Haas and C. J. Gortcr, Pr(>r. Acad. Amsterdam, 88. 676, 1930; 
R. A. Hadfield, Journ. Iron Steel Inst., 67. i, M7, 1905; R. A. Hadfield and B. Hopkinaon, 
Journ. Inst. Elect. Eng., 46. 235, 1911 ; R. A. Hadheld, S. R. Williama and I. S. Bowen, Proc,. 
Hoy. Soc.., 96. A, 297, 1921 ; G. G. Hallatrom, Gilbert's Ann., 19. 290, 1805; 0. Halpern, 
Ann. Physik, (5), 12. 181, 1932; L. von Hamoa and P. A. Thieaaen, Zeit. Physik, 71. 442, 

1931 ; ,1. D. Hanawalt and L. R. IngerKoll, Nature, 119. 234, 1927 ; H. Handley, Journ. 
Scient. Instr., 6. 84, 1929; H. Hanemann and P, 1). Merica, Trans. Amer. Inst. Min. Eng., 
58. 201, 1915; G. Hannack, Stahl Risen. 44. 1237, 1924; (\ Hanateen, Pogg. Ann., 9. 161, 
1827 ; J. von Harlem, Ann. Physik, (5), 14. 667, 1932 ; E. P. Harriaon, Phil. Mag., (6), 8. 179. 
1904; J. Hanbner, Akad. If iew, 82. 771. 1880; 83. 1167, 1881 ; E. Haiipt, Elektroiech. 
Zeit., 28. 1069, 1907 ; T. Hayaai, Zeit. Physik, 72. 117, 1931 ; Science Rep. T6h)kn Vnir., 21. 268, 

1932 ; A. Hayea, Trans. Amer. Eleclrochem. Soc., 56. 224, 1929 ; G. W. Heapa. Electrician, 75. %6, 
1915 ; Phys. Rev., (2), 6. .34, 1915 ; (2), 22. 486, 1922 ; (2), 87. 466, 1931 ; (2), 88. 1391. 1931 : 
t\ W. Heaps and J. Taylor, ih., (2), 34. 937, 1929; R. Heicke, Elektroiech. Zeit., 23. 142, 
1902; K, Heindlhofor, Iron Age, 116. 608, 1925 ; Heinke, Stahl Risen, 16. 710. 1896 ; 17, 295, 
J897 ; W. HeiHenl)erg. Zeit. Phys., 49. 619, 1928 ; 69. 287, 720, 1931 ; H. von Helmholtz, Wied. 
.4nn., 13. 385, 1881 ; (i. Henrard, Lumiere Elect., 88. 593. 1889; E. G. Herbert, Metallurgia, 3. 
219, 1930; 4. 29, 47, 1931 ; 5. 13, 2.5, 1932; Armr. Machinist, 76. 385, 1932; Journ. Iron Steel 
Inst., 120. ii, 239, 1929 ; Proc. Roy. Soe., 130. A, 514, 1931 ; J. Herrmann, Elektroiech. Zeit., 26. 
747, 917, 1087, lOOa ; 30. 927, 1909 ; 31. 363, 1910 ; H. Herwig, Wied. Ann., 4. 177. 1878 ; Pogg. 
Ann., 158. 115, 1874; A. Heydwciller, Phys. Zeit., 5. 255, 1904; Wied. Ann., 52. 462, 1894; 
Ann. Physik, (4), 12. 602, 1903 ; (4), 15. 415, 1036, 1904 ; W. M. Hicks, Nature, 65. 558, P.K)1: 
A. G. Hill, Phil. Mag., (7), 14. 599, 1932; B. V. Hill, Elect, Rev., 403, 1902 ; S. Hilpert, Zeit. 
Elektrochem., 16. 390, 1910; S. Hilf)ert and W. Matheaius, ib., 18. 67, 1912; S. Hilpert and 
A. Wille, Zeit. phys. Chem., 18. B. 291, 1932; A. von Hippel, (). Stieasladt and 0. von Auuers. 
Zeit. Physik, 72. 266, 1931 ; T. Hirone and T. Hikosaka, ib., 78. 62, 1931 ; J. B. Hoag and 
H. Jonea, Phys. Rev., (2), 42. 571,1932; J. R. Hobbie, ib., (2), 19. 528, 1922; E. Holler, 
Messungen der Permeabilitdt des Eisens bei Oleichstrom-Vormagrutinerung, Stuttgart, 1929; 
,1. S. Hoffhine, Wire, 4. 228, 245, 1929; G. Hoffmann, Programm- Gymnas. Dresden, 17, 1800; 
Zeit. Klekirotech., 1. 155, 1880; L. Holl>orn, Ber. Vei. Elektrvteehnikcrcongre.^ses, 2. 81, 1892; 
Zjfit. In^itr., 11. 113, 1891 ; IfiVd. Jww., 61. 281, 1897 ; P. Holit8(‘hor, Ann. Physik, (4), 3. 683, 
1900; K. A. Holmgren, Fortsrhr. Physik, 536, 1856; A. L. Holz, Poyg. Ann., 154. 67, 472, 
1875 ; K. Honda, Scunre Rep. T6hoku Vniv., 2. 69, 191.3 ; 8. 175, 1914 ; 4. 215, 1915 ; 5. 285, 
1916; 6. 149, 1917; 17. 997, 1928; 19. 745, 1930; 21. 332, 19.32; Rev. Met., 11. 483, 1914; 
Journ. Iron Steel Inst., 104. ii, 184, 1921 ; Zeit. Physik, 56. 857, 1929; 63. 141, 19,30; 75. 352, 
1932 ; Ann. Physik, (4), 32. 1003, I9J0 ; K. Honda and H. Kndo, Science Rep. Tohoku Vniv., 16. 
235, 627, 1927 ; K. Honda and S. Kaya, ih., 15. 721, 1926 ; K. Honda, S. Kaya and Y. Mashi- 
\ama. Nature,\\1. 753, 1926; K. Honda and K. Kido, Science Rep. Tdhoku Vniv., 4. 21, 1915 ; 
7. 59, 1918; 9. 221, 1920; K. Honda and Y. Mashiyama, ib., 15. 755, 1926; K. Honda, 
H. Masiimoto and S. Kaya, ib., 17. Ill, 1928; K. Honda and T. Murakami, ib., 6. 23, 53. 
1917; K. Honda and J. Okiibo, Phys. Rev., (2), 10. 705, 1917; K. Honda, J. Okvibo and 
3'. Hirone, Science Rep. Tohoku Vniv., 18. 409, 1929; K. Honda and Y. Ogura, ih., 3. 113, 
1914; K. Honda and S. Saito, Pn^. Phys. Math. <S’or. Japan, 2. 32, 1920; K. Honda and 

5. Shimizu, Phil. Mag., (6), 6, 388, 1903; (6), 10. 548, 642, 1905; Journ. Coll. Science Vniv. 
Tokyo, 20. 6, 1904 ; Phys. Zeit., 5. 254, 631, 1904 ; Science Rep. Tdhoku Vniv., 20. 41)0, 1931 ; 
K. Honda and H. Takagi, ib., 1. 229, 1913 ; 2. 203, 1913 ; 4. 161, 1915 ; Journ. Iron Steel Inst., 
88. ii, 181, 1910 ; 92. ii, 181, HK), 1915 ; K. Honda and T. Tanaka, Science Rep. Tdhoku Vniv., 
16. 1, 1926; K. Honda, K. Tawara and H. Takagi, Journ. Iron Steel hist., 93, i, 224, 1916 ; 
K. Honda and T. Terada, Proc. Tokyo Phys. Math. Soc., (6), 13. 36, 1907 ; (6), 14. 65, 1907 ; 
3. Hopkinson, Proc. Roy. Soc., 45. 318, 1889 ; 47. 23, 138, 1889 ; 48. 1, 442, 1890 ; 56. 108, 
1^94; 61. 490, 1897 ; Jmirn. Inst. Elect. Eng., 19. 10, 1890 ; Phil. Trans., 176. A, 460, 1885 ; 
180. A, 443, 1889 ; J. Hopkinson and R. A. Hadfield, Journ. Inst. Elect. Eng., 46. 235, 1911 ; 
'1. Hopkinson and E. Wilson, ib., 24. 194, 1895 ; PhU. Trans., 186. A, 93, 1895 ; L. Houlleviaus 
and H. Passa, Compt. Rend., 141. 29, 1905 ; R. A. Houstoun, Phil. Mag., (6), 21. 78, 1911 ; (6), 
22. 740, 1911; E, HoweUs, ib., (7), 10. 698, 1930; J. H. Howey, Phys. Rev., (2), 84. 
1440, 1929 ; 1). E. Hughes, Proc. Rot;. Soc., 31. 525, 1881 ; 82. 25, 213, 1881 ; R. Hugues, Rev. 




292 


INORGANIC AND THEORETICAL CHEMISTRY 


Mit.^ 22. 218, 1925 ; F. Hand, Zeit, Phyaik, 88. 855, 1925; A. Uiovici, Aciera Spicianx, 8. 480, 
1928 ; D. R. Inglis, Phya. Rev., (2), 42. 442, 1932; T. Ishiwara, Proc. Phya. Math. Soc. Japan, 
2. 91,1920; Sdencjt Rep. T6hohu Univ., 6. 69,138,1917 ; E. Ising, ib.. 81. 253, 1925 ; H. Isnardi, 
Coniribudon Fia, Mat. Univ. La Plata, 1. 397,1915 ; L. C. Jackson, Proc. Roy. Soc., 140. A, 695, 
1933; Nature, 115. 81, 1925; 116. 360, 1925; 119. 426, 1927; W. Jager and W. Meissner, 
Zeit. Phyaik, 86. 161, 1926 ; J. Jamin, Compt. Rend., 75. 1572, 1672, 1872 ; 77. 89,. 1875 ; 78. 
19,1874 ; J. Jamin and G. Roger, ib., 68. 682,1017,1211,1471,1869 ; W. Jellinghaus, Zeit. tech. 
Phya., 14. 229, 1933; C. R, Jones and C. W. Waggoner, Proc. Amer. Soc. Testing Materials, 11. 
492, 1911 ; E. T. Jones, Phil Mag., (5), 39. 254, 1895; (5), 41. 153, 1896 ; Phil Trans., 189. A, 
189, 1897 ; Proc. Roy. Soc., 63. 44, 1897; P. Jonlan and V. Fock, Zeit. Physik, 66. 206, 1930; 
R. Jouaust, Le yerromngneiiame--applications indusirieUea, Paris, 1911 ; Bull Soc. Internal 
EUctriciana, (2), 4. 715, 1904 ; Compl Rend., 139. 272,1904 ; P. Joubin, ib., 118. 67, 138, 1894 ; 
J. P. Joule, Phil Mag., (3), 23. 263,347,435,1843 ; (3), 30. 76,225,1847 ; H. Kamps, Stahl Eisen, 
19. 1120, 1899; Elecirotech. Zeit., 22. 210,1901; Engg., 91. 450,1901 ; P. Kapitza, Phil. Trans., 
128. A, 292,1929 ; Proc. Roy. Soc., 131. A, 223, 243,1931; 136. A, 637, 666, 568,1932 ; G. Kapp, 
Joum. Inal Elecl Eng., 28- 199, 1894 ; Electrician, 82. 498,1894 ; Inal Civil Eng., 96. 50, 1889 ; 
W. Kartshagiri, Ann. Phyaik, (4), 67. 325, 1922; Y. Kato, Joxtrn. Coll. Science Japan, 9. 295, 
1898; W. Kaufmann, Phya. Zeit., 17. 552, 1916; S. Kaya, Science Rep. Tdhoku Univ., 17. 
639, 1027,1928 ; J. Keien, Eleklrotech. Maachinenbau, 88. 466,1920 ; Lord Kelvin (W. Thomson), 
Pha. Mag., (6), 6. 24, 1878 ; Proc. Roy. Soc., 28. 445, 473, 1875 ; 27. 439, 1878 ; Phil. Trans., 
146. 722, 1856 ; 166. 693, 1877 ; 170. 55, 1880; Proc. Roy. Inst., 8. 691, 1879 ; A. E. Kennelly, 
Electrician, 28. 666, 1892; Trans. Amer. Inst. Elect. Eng., 8. 486, 1891; A. E. Kennelly and 

G. W. Pierce, Proc. Amer. Acad.,4S. 113, 1912 ; W. N. Kernot, Rep. Austrolasiaji Assoc., 8. 195, 
1901 ; M. Kcnstcn, Zeit. Physik, 72. 600, 1931; Y. Kidani and R. Sasaki, Proc. Acad. Tokyo, 
2. 212,1926 ; Journ. Engg. Tokyo Univ., 16. 237,1926 ; Metallurgist, 2. 186, 1928 ; A. S. Kimball, 
Amer. Journ. Scie'nce, (3). 18. 99, 1879 ; G. Kirchhofl, Wied. Ann., 24. 52, 1885 ; 26. 601, 1885 ; 
B. Kirsch, Mitt. Verauchsanat. Berlin, 9, 1889; I. Klomencic, Nature, 49. 607, 1894; Siizber. 
Akad. iricw, 103. 205,1894 ; 110. 421, 1902 ; Wied. Ann., 63. 1053, 1894 ; W. Klcmm, H. Jacoli 
and W, Tilk, Zeit. anorg. Chem., 201. 1, 1931; W. Klemm and W. Schfith, Zeit. Elektrochem., 38. 
621, 1932; K. W. Knochenhauer, Sitiber. Akad. Wien, 10. 275, 1853 ; f'. G. Knott, Journ. Coll. 
Science Japan, 3. 173,1889 ; PhU. Mag., (5), 87. 141,1894; Proc. Roy. Soc. Edin.. 17. 401,1890; 

18. 124, 315, 1891 ; 84. 254, 1914; Trana. Roy. Soc. Edin., 32. 193, 1883 ; Phil Mag., (6), 37. 
141, 1894; 86. 485, 1891; C. G. Knott and A. Shand, Proc. Roy. Soc. Edm., 18. 315, 1891 ; 

19. 85, 249, 1892; 22. 290, 334, 1893; 35. 377, 1889; J. KonigslKTger, Zeit. Physik, 54. 511, 

1929; Phya. Zeit, 33. 763, 1932; A. Koepsel, Elektrotech. Zed., 15. 214, 1894; W. Roster, 
Zeit. anorg. Chem., 179. 297, 1929; Metallurgist, 7. 61, 1931; i4rr^. EismhUttenwcseyi, 
8. 637, 1930; 4. 289, 1930; Stahl Eiaen, 61. 37, 1931 ; Zeit. Metallkunde, 22. 289, 1930; 23. 
176, 1931 ; Zeit. Elektrochem., 38. 649, 1932 ; W. Koster and H. Tiemann, Arch. Eisenhuttenwcsen, 
6.679, 1932; I. Kolacek, ^nn. (4), 13. 23,1904; (4), 14 177,1904; D. Korda, 

Franc. Phya. Seances, 3. 288,1902 ; H. Komfeld, Zeit. Physik, 22. 27,1924 ; W. li. Kouwenhoven, 
Trana. Amer. Soc. Testing Materials, 24. ii, 635, 1924 ; E. Krautcr, Magnetf^che Untersuchungen 
an stark untesteilten Eisenringer bei hohen und sekr hohen Frequenzen, Caiinstatt, 1928 ; K. Kreiel- 
sheimer, Ann. Phyaik, (5), 17. 293, 1933 ; Zeil Physik, 55. 753, 1929 ; I. Kriu kenberg, Bidrag il 
kdnnedommen om magnetostriktionsfenomenet, Upsala, 1907 ; H. Kiiblewein, 11 iss. Vcroffent. 
Siemens-Konzem, 11. 124, 1932; Phys. Zeil, 32. 472, 860, 1931 ; 33. 348, 1932; A. Kuhns, 
Elektrotech. Zeit., 27. 901, 1906; L. Kulp, Carla Reperl, 16. 45, 461, 725, 1880 ; J. Kunz, BMl 
Nat. Research Council, (3), 3. 165, 1922; Phy.s. Rev., (1), 30. 359, 1910; (2), 25. 115, 1925; 
W. Kiinz, Programm Gymnaa. Darmstadt, 43. 1893; Ehktroterh. Zed., 15. 196, 1894 ; A. Kupffer, 
Pogg. Ann,, 12. 133, 1828 ; Kastncr'a Arch., 6. 185, 203, 1828 ; Bull. Acad, St. Petersburg, (2), 1. 
168,1843 ; A. Kussmann and B. Seharnoff, Zeil Physik, 54. 1, 1929 ; A. Kussnmnn and K. .1. See- 
mann, Naturuiss., 19. 309. 1931 ; A. Kussmann and H. J. Wiester, Stahl Eisen, 62. 944, 1932 ; 
A. Lafay, Compt. Rend., 36. 13t>8, 1903; J. Lament, A^in. Meteorl, 4. 20t), 1842 ; Pogg. Ann., 
82. 440, 1851 ; liandbuch der Magnetismua, I^eipzig, 249, 1867 ; Pogg. Artv., 113. 242, 1861 ; 

H. Lange, Mdl Inst. Eisenforschung, 11. 387, 1929; P. (’. Langenl)erg and It. (J. Webl>er, 
Trana. Amer. Inst. Min. Eng., 51. 897, 1915; 1. l..angDiuir and K. J. Sixtu.n, J*hys. Rev.. (2), 
38. 2072, 1931 ; O. Laporte, Zed. Physik, 47- 761, 1928; O. Laporte anrl A. Sommerfeld, 
ib., 40. 333, 1926; (J. Lapp, Ann. Physique., (10), 12. 276, 1929; Rev. MH., 24. 496, 1927; 
J. Larmor, Phil. Trans., 190. A, 280, 1897 ; G. Laville, Ann. Chim. Phya., (10), 2. 328, 1921 ; 
E. J-Awrence, PJ^il Mag., (6), 47. 812, 1924; P. H. L^ebocr, Compt. Rend., 106. 129, 1888; 
W. l-eiek, Wied. Ann., 68. 691, 1896 ; G. N. l.«ewis, Chem. Rev., 1. 231, 1924 ; F. Lichtenberger, 
Zeit. Physik, 77. 395, 1932; O. Liehknecht and A. P. M^ills, Ann. Physik, (4), 1. 178, HKK); 
G. H. Livens, ib., (4), 75. 819, 1924; M. G^ Lloyd, Journ. Franklin Inst., 170. 1, 1910; 
M. G. Lloyd and J. V. S. Fisher, Bull. Bur.Standards, 5. 463,1909 ; S. J. Lochner, Phil. Mag., (6), 
367 498, 1893; H. M. Loomis, Am<r. Joum. Science, 15. 179, 1903 ; F, H. Loring, Chem. News, 
117. 229, 1918; R. G. I.K>yarte, Contribuciou Fis. Mat. Univ. La Plata, 1. 183, 457, 1915; 2, 
105, 1916 ; 2. 29, 32, 1917; G. de Luechi, At/ilst. reneto, (6), 8. 17, 1882 ; I). (;. C. Luek, Phys. 
Rev., (2), 40. 1054, 1932; H. Lndloff and G. Reymann, Phys. Zed., 34. 233, 1933; F. Lydall 
and A. N. 8. Poeklington. Proc. Roy. S(jc., 52. 228, 1892 ; 61. 291, 1897 ; T. R. Lyle, Phil Mag., 
(6), 9. 102, 19t)4; T. R. J^yle and J. M. Haldwin, ib., (6). 12. 433, 1906 ; .1\ MeC'orkle, Phys. Rev., 
(2), 22. 271, 1923; (2). 25. 115, ,541, 1925; L. W. McKeehan, di., (2), 23. 783, 1924; (2), 26. 



IRON 


293 


274, 1925 ; (2), 86. 949, 1512, 1671, 1930; (2), 87. 1015, 1931; (2), 89. 368, 1932; (2), 43. 913, 
924, 1022,1026, 1933 ; (2), 44, 38, 1933 ; Jottm. FranHin Imtt., 195. 583, 757, 1924 ; 202. 737, 
1926; Rev, Modern. Phys., 2. 477, 1930; Nature, 119. 706,1927 ; 126. 952.1930 ; L. W. McK(h- 
hon and 0. E. Buckley, Phye. Rev., (2), 38. 636,1929 ; L. W. McKeehan and P. P. Giofti, ib., (2), 
21. 707, 1923 ; (2), 28. 146', 1925 ; N. W. McUchlan, n,A, Rep., 644, 1916 ; Jmrn. Inst. Elect. 
Eng., 64. 480,1916 ; Phil. Mag., (6), 41. 33, 1921; Proc, Phys. Soc., 82. 72, 1920 ; M. MacLai-eii, 
Proc, Amer, Inst. Elect. Etig., 31. 1895, 1912; Electrician, 70. 616,1912; J. C. McLennan, Phys. 
Rev., (1), 24. 449, 1907 ; P. G. Maggi, Arch. Sciences Oenkve, (1), 14. 132, 1850 ; G. S. Mahajani, 
Phil. Trans., 2^. A, 63, 1929; Proc. Cambridge Phil. Soc., 28. 136, 1926; G. MalmWg, 
Jernkontorets Ann., 114. 608, 1930; H. E. M^mstrdm, Proc. Iowa Acad., 38. 214, 1931 ; 
N. N. Malov, Zeit. Physik, 71. 1, 1931; 74. 431, 1932; E. W. Marchant, Puk. Roy. Sot^., 88. A, 
254,1913 ; J. P. Marrian, Pogg. Ann., 63. 5:i0,1838; PhU. Mag., (3), 25. 382.1844 ; G. C. Marriw, 
World Power, 8. 19, 74, 1927 ; G. Mare, Stahl EUten, 29. 1672, 1769, 1909 ; F. F. Martens, Wied. 
Ann., 60. 61, 1896 ; Electrician, 38. 400, 1896 ; J. A Mathews, Elect. World, 551, 1902 ; Pra'. 
Amer. Soc. Testing Materials, 14. ii, 60,1914 ; 19. ii, 142,1919 ; Iron Age, 100. 197,1917 ; Trans. 
Amer. Soc. Steel Treating, 8. 565,1925 ; T. Matsushita, Science Rep. Tdhoku Univ., 11. 471, 1922 ; 
7Voc. Phys. Math. Soc. Japan, (3), 3. 62,1921 ; T. Matsushita and K. Nagasawa, Juurn. Iron Steel 
Inst., 115. i, 731, 1927; C. Matteucci, Ann. Chim. Phys., (3), 58. 385, 1888; Arch. Sciences 
Geneve, (1), 5. 385, 1845; Compt. Rend., 24. 301, 1847; Y. Matuyama, Science Rep. Tdhoku 
Univ., 21. 242,1932 ; C. Maurain, Ann. Chim. Phys., (8), 20. 253.1910 ; Jemm. Phys., (3), 10. 123, 
1901; (4), 1. 151, 1902 ; Oenie Civil, 44. 16,1904; Compt. Rend., 122. 228, 1896 ; 131. 410, 880, 
1896 ; Eclair .Elect., 26. 212, 1901 ; La magnetisme du fer. Parts, 1899 ; E. Maurer, Rev. Mit., 6. 
721, 1908 ; Krupp's Monatsh., 4. 165, 1925; E. Maurer and K. Schroetcr, Stahl Eisen, 49. 929, 

1929 ; E. Maurer and F. Stablein, Zeit. anorg. Chem., 137. 115, 1924; M. Mauritius, Pogg. Ann., 
120. 385,1863 ; A. M. Mayer, Phil. Mag., (3). 46. 360,1873; (4), 46. 177,1873 ; Chem. News, 27. 
261, 272, 1873 ; D. Mazzotto, Phys. Zeit., 7. 262,1906 ; Nuovo Cimento, (5), 8. 417,1902 ; (5), 7. 
393, 1904 ; (8), 8. 6, 1904 ; (6). 9. 313, 1905 ; W. Meissner and H. Scheffers, Natnrwiss., 18. 110, 

1930 ; Phys. Zeit., 30. 827, 1929 ; E. Merritt, Proc. Anver. Assoc. Adv. Science, 47. 118, 1899 ; 
V. S. Messkin, Arch. EisenhUitenwesen, 8. 417, 1929 ; Stahl Eisen, 50. 106, 1930 ; W. Metcalf, 
Trans. Amer, Inst. Min. Eng., 9. 386, 1881 ; H, Meyer, Jahresb. Phys, Ver, Frankfurt, 18. 
233, 849, 1883; 22. 284, 1884; S. Meyer, Boltzmann's Festschrift, 68, 1904; P. Mishin and 
V. Bazilevich, Vcstnik. Metallogpromuisplennosti, 5. 7, 1929 ; W. K. Mitiaeff, Zeit. Physik, 38. 
716, 1926 ; S. K. Mitra, Compt. Rend., 176. 1214, 1923 ; M. B. Moir, Proc. Edin. Roy. Soc., 81. 
606, 1911 ; C. G. Montgomery, Phys. Rev., (2), 88. 1782, 1931 ; (2), 40. 1054, 1932; M. von 
Moos, W. Oertel and R. Scherer, Stahl Eisen, 48. 477, 1928 ; W. M. Mordey, Proc. Roy. Soc., 57. 
224, 1895; W. M. Mordey and A. G. Hansard, B.A, Rep., 679, 1904; L. T. More, Phil. Mag., 

(5) , 40. 345, 1895; Phys. Rev., (1), 3. 210, 1895; G. Moreau, Compt. Rend., 128. 292, 1899 ; 
D. K. Morris, Proc. Phys. Soc., 15. 134, 1897; Phil. Mag., (5). 44. 213, 1897 ; D. K. Morris 
and G. A. Lister, Jovrn. Inst. Elect. Eng., 87. 264, 1906 ; J. T. Morris and T. H. Langford, Proc. 
Phys. Soc., 23. 277, 1911 ; Chem. Neu)s, 103. 262, 1911 ; R. L. Morton, Magmtic Flux about a 
Straight Iron Rod, Boston, 1924 ; A. Mousson, Denskr. Schweiz. Qes., 14. 81, 1885 ; Bibl. Univ,, 
81. Ill, 1856 ; H. G. Movius and H. Scott, Chem. Met. Engg., 22. 1069, 1920 ; E. Miillendorff, 
Elektrotech. Zeit., 28. 25, 1902 ; 28. 361, 1907 ; Oenie Civil, 51. 84, 1907 ; J. Muller, Pogg. Ann., 
85. 157, 1852; W. H. F. Murdoch, Proc. Inst. Elect. Eng., 40. 137, 1908 ; Electrician, 60. 245, 
1907 ; A. Naccari and M. Bellati, Nuovo Cimento, (3), 1. 72, 107, 1877 ; H. Nagaoka, Phil. Mag., 

(6) , 29. 123, 1890 ; (6), 37. 131, 1894 ; Wied. Ann., 53. 481, 1893 ; Jemrn. Coll. Science Japan, 2. 
283, 304, 1888 ; 3. 189, 335, 1889 ; 4. 323, 1891 ; H. Nagaoka and K. Honda, Compt. Rend., 134. 
636, 598, 1902 ; Phil. Mag., (5), 29, 123, 1890; (6), 46. 261, 1898 ; (6), 40. 329, 1899 ; (6), 4. 
45, 1902; (6), 10. 642, 1905; H. Nagoaka and E. T. Jones, Phil. Mag., (5), 40. 454, 1896; 
H. Nagaoka and S. Kusakabe, Proc. Phys. Soc. Tokyo, 13. 97, 1902; M. Nakamura, Journ. 
Japan Iron Steel Inst., 16. 95, 1929; Tetsu-To-Uagani, 15. 96, 1929 ; H. Nathusius, Stahl Eisen, 
26. 99, 164, 290, 1905 ; L. Neel, Compt. Rend., 198. 1326, 1931 ; 194. 263, 1932 ; Ann. Physique, 
(10), 17. 6,1932 ; (10), 18. 6,1932 ; W. Negbaur, Elektrotech. Zeit., 10. 348,1889 ; B. Neumann, 
StaU Eisen, 84. 1637, 1914 ; W. Neumann, Zeit. Physik, 51. 355,1928 ; R. A. Newall, Phil. Mag., 
(6), 24. 436,1887 ; (6), 26. 610,1888 ; P. Nicolau, Rev. MB., 22. 273, 539,1925 ; F. Niethammer, 
Elektrotech. Maschinenbau, 24. 1, 1906 ; N. Nikitin, Zeit. Physik, 29. 288, 1924 ; B. del Nunzio, 
Atti Accad. Lincei, (6), 12. 45, 1930; C. Nusbaum, Trans. Amer. Soc. TeMing Materials, 19. ii, 
95, 1919; C. Nusbaum and W. L. Cheney, Scient. Paper U.S. Bur. Standard's, 408, 1922; 
C. Nusbaum, W. L. Cheney and H. Scott, ib., 404, 1922; A. Oberbeck, Wied. Ann., 21. 672, 
1884; 22. 73, 1884; F. Ollendorff, Zeit. tech. Phys., 12. 39, 1931; H. O’Neil, Electrician, 95. 
152, 165, 1926; H. K. Onnes and E. Oosterhuis, Comm. Phys. Lab. Leyden, 129b, 1912, 132e, 
134d, 1913; H. K. Onnes and A. I’errier, ib., 116, 1910; 122a, 1911 ; Helvetica Phys. Acta, 5. 
59, 1932; J. Orland, Journ. Iron Steel Isvst., 120. ii, 259, 1929; J. Orland and P. del Pulgar, 
Anal. Asoc. Ing. Inst. Catolico, 5, 6, 7, 9, 1929; F. Osmond, MBn. Artillerie, 24. 573, 1887; 
Ann. Minee, (8), 14. 1, 1888; Journ. Inst. Elect. Esvg., 46. 292, 1911; Transfornmtions du ftr 
et du Carbone dans les fees, les aciers etfontes blanches, Paris, 1888; MeUdlogiaphist, 2. 187, 261, 
•897; Compt. Rend., 128. 1613, 1899; M. Otto, VergUkhende niagnetische Uniersuchutvgen an 
Rinym aus Eisen und Kisen Silizium-Legierungen, Halle, 1909; K. Overbach, Ann, Physik, 
(4), 46. 677, 1916; A. E. Oxley, Proc. Roy. Soc., 98. A, 264, 1921; Nature, 107. 652. 1921 ; 

G. Page, Pogg. Ann., 48. 411, 1838 ; Amer, Journ. Science, (1), 88. 118, 1838 ; H. F. Parshall. 



2!>4 


INOKGANIC AND THEORETICAIj CHEMISTRY 

Proc. Inst. (Jivil Kng.y 126. 220, 1896; Journ. Fmnldin Insi.y 137. 93, 1894; H. F. ParshaJl 
and H. M. Hobart, Engg., 65. 1, 41, 65, 99, 1898 ; G. W. Partridge, Journ, Jn/it. Elect. Eng., 81. 
729, 1{K)2 ; 34. 160, 1894 ; J. H. Partridge, Journ, Iron Steel Inst., 112. ii, 191, 1926 ; Journ. 
Iron Steel In<iL—Carnegie Mem., 17. 157, 1928; P. Pascal, ^ ww. Chim. Phys., (8), 16. 531, 1909 ; 

H. Pecheux, Compt. Bend., 176. 1387, 1923 ; W. Peddie, Proc. Roy. Soc. Edin., 47. 165, 1927 ; 
Proc. Phys. Soc., 42. 403, 1930 ; B. O. Peirce, Proc. Amer. Acod., 46. 205, 1910 ; 49. 117, 1913 ; 
An^r. Journ. Science, (4), 28. 1, 1909 ; (4), 6. 334, 1899 ; J. K. Pellet, Journ. Phys., (4), 8. 110, 

; H. Pender and H. L. Jones, Phys. Rev., (2), 1. 259, 1913; W. Penkert, Elektrotech. Zeit., 
16. 611, 1895 ; A. Perkins, Amer. Journ. Science, (3), 30. 218, 1885; A. Perrier, Les variations 
tleermigues de Vhysihrhe tourmante et de Vhysthhte alternative, Ziirich, 1909 ; Helvetica Phys. Acta, 

4. 213, 1931 ; J. Waffeiiberger, Ann. Physik., (4). 87. 737, 1928 ; E. Piazzoli, Atti Accad. Gioenia, 
(3), 14. 165, 1880; (3), 15. 143, 1880; JSuovo Cimento, (3), 8. 1(X), 1880 ; R. Pictet, Arch. Sciences 
Gem re, (3),,6. 113, 1881 ; Compt. Rend., 120. 263, 1896; G. W. Pierce, Proc. Amer. Acetd., 63. 

I, 1928 ; L. Pilleux, Compt. Rend., 94. 946, 1882; L. Pincherle, Atti Accad. Lincei, (6), 14. 290, 
1931 ; E. Piola, Nuovo Cimento, (6), 8. 319, 1912; J. C. Poggendorff, Pogg. Ann., 80. 175, 
1850 ; B. van der Pol, Proc. Akad. Amsterdam, 23. 637, 980, 1922 ; G. Poloni, EUeiricita, 2. 193, 
1878; Atti 1st. Lombardo, (2), 14. 475, 1881 ; (2), 19. 475, 1886 ; Nuovo Cirnenio, (3), 19. 225, 
1886; Atti Accad. Lincei, H), 5. 262, 1881 ; J. H. J. Poole, Phil. Mag., (6), 42. 339, 1931 ; 
H. H. Potter, ib., (7), 13. 233, 1932; L. M. Potts, Amer. Journ. Science, (4), 10. 91, 190t ; 
E. C. Powell, Proc. Cambridge Phil. Soc., 27. 561, 1931 ; Proc. Phys. Soc., 42. 390, 1930: Proc' 
Roy. Soc., 130. A, 167, 1930; W. H. Pree(«, Elcciriciaii, 25. 546, 1890; R.A. Rep., 752, 1890; 
Journ. Iron Steel Inst., 37. i, 352, 1890; F. Preisach, Ann. Physik, (5), 3. 737, 1929; Phy.l 
Zeit., 38. 913, 1932; »S. Procopiu, Compt. Rend., 184. 1163, 1927; Journ. Phys. Rnd.[ (7), 1. 
306, 365, 1930 ; Amer. Science Unit. Jassy, 16. 352, 1931 ; Bull. Acad. Roumaine, 15. 84, 1932 ; 

5. Procopiu and T. Farcas, Amer. Science Univ. Jassy, 16. 344, 1931; S. Procopiu and H. Floreseu! 
Journ. Phys. Rad., (7), 4. 251, 1933 ; E. M. Pugh, Phys. Rev., (2), 32, 824, 1928 ; (2) 36 1503 
1930; E. M. Pugh and T. W. Lippert, (2),40. 1051, 1932; 8. L. Quimby, Bull. Nat. Research 
Council, (3), 3. 3, 225, 1922; 1). Radovanovitch, Die anjdngliche Suszeptibditat von Nickel in 
Abhdngigkeit von der Temperatur, Zurich, 1911 ; Arch. Sciences Geneve, (3), 32. 315, 1911 ; 
J. 8. Rankin, Jourw Tech. Coll. Glasgow, 2. 12, 173, 285, 1931 ; Ixird Rayleigh. PAi7. Mag (5) 22* 
176, 469, 1886; (5), 28. 225, 1887; E. Reeger, Zeit. Physik, 75. 646,1931; F. Hegler. ib., 82. 357, 
1933; A. Regner, Jowrw./row Sted 122. ii, 111, 1930; W. del Regno, Atti Arceid. Lincei, (5)1 
33.il, 87, 1924 ; P. Reiss, Jahresb. Phys. Ver. Frankfurt, 57, 1860 ; P. Reiss and L. MoiieT,Pogg. 
Ann., 17. 403, 1829 ; K. Renger, Journ. Iron Steel Inst., 122. n, 343, 1930 ; Die anfdnglicht> Sus- 
z(ptibilitdt von Eisen und Magneht in Abhdngigkeit wnder Temperatur, Ziirich, 1913 ; H. Rensing, 
Ann. Physik, (4),\4. 363, 1904; P. Reuseh, Stahl Eisen,22. 1196, 1902; E. Rlioads, Phil. Miig., 
(6), 2. 463, 1901 ; Proc. Amer. Assoc. Adv. Science, 47. 136, 1899 ; Phys. R(r., (I), 7. 65, 1898;* 
(1), 15. 321, 1902; M. E. Ricea and B. McCollum, Mech. Eng., 25. 450, 1910; T. \\ . and 
W. T. Richards, Journ. Amer. Chem. Soc., 46. 89, 1824; (). W. Richardson, Phys. Rev., (1). 
26. 248, 1908 ; 8. W. Richardson and L. Lownds, Engg., 69. 796, 1900 ; Phil. Mag., (5), 50. 601! 
1901 ; R. Richter, Glllckauf, 40.36,1904; Stahl Eisen, 22. 796, 1902; Elektrotech. Zeit., 28 491 
1902; 81. 1241. 1910; A. Righi, Mem. Accad. Bologna, 10. 407, 1879; H. Rindfleisch, Ann. 
Physik, (5), 14. 273, 1932 ; W. Ritchie, Quart. Journ. Science, 1. 288, 1828 ; A. de la Rive, Phil 
Trans., 137. 39, 1847 ; Pogg. Ann., 65. 631, 1846 ; 76. 270, 1849 ; 128. 452,1866 ; Arch. Sciences 
Geneve, (2), 311, 1866 ; Ann. Chim. Phys., (3), 26. 158, 1841 ; (4), 8. 305, 1866 ; Compt. Rend., 
20. 1287, 1845 ; R. W. Roberts, B.A. Rep., 431, 1923 ; W. C. Roberts-Austen, Proc. Inst. Mech 
Eng., 35, 1899 ; F. Robin, Bull. Soc. Ing. CivUs, (7), 1. 778, 1912; L. T. Robinson, Proc. Amer 
Inst. Elect. Eng., 30. 826, 1911 ; 8. R. Roget, Electrician, 41. 182, 1898; Proc. Roy. Soc. 68. 
258, 1898 ; 64. 150, 1899 ; W. Rollmann, Carl's Repert, 8. 375, 1875; J. T. Rood, Elect. World, 
69. 94, 1917 ; B. Rosing. Journ. Russ. Phys. Chem. Soc., 26. 253, 1895; Phil. Mag., (5), 89, 226. 
1896; W. H. Ross, Phys. Rev., (2), 88 . 179, 1931 ; H. A. Rowland, ib., (4), 46. 140, 1873; (4) 
48. 321, 1874; H. A. Rowland and L. Bell, Phil. Mag., (5), 26. 106, 1888; W. E. Ruder, 
Trans. Amer. Soc. Steel Treating, 9. 23, 1926; V.S. Pat. No. 1110010, 1914; A. W. Rucker, 
Lumiere Elect., (1), 46. 37, 1892 ; F. Rucker, BeUrdge zur Kenntnis der stetigen und Stufenweisen 
Magnetisierung, Halle-a.8., 1905; G. Rumelin and R. Maire, Ferrum, 12. 141, 1915; R. Ruer, 
Zeit. anorg. Chem., 165. 142, 1927; 205. 230, 1932; R. Ruer and K. Bode, Stahl Eisen, 46.* 

1184, 1925 ; R. Ruer and F. Goerens, Ferrum, 18. 1, 1916 ; N. Ruhmkorff, Pogg. Ann., 110. 528, 
1860; Coyipt. Rend., 60. 166, 1860; C. Ruths, Ueber den Magnetismus weicher Eisencylinder 
und verschieden barter Stahlsorten, Dortmund, 1876; H. Sachse, Koll. Zeit., 58. 18, 1932; 
C. Sadron, Compt. Rend., 198. 1070, 1931 ; J. Sahulka, Elektrotech. Maschinenbau, 25. 808, 1907 j 
Electrician, 80. 330, 1907 ; S. Saito, Rep. Tdhoku Univ., 9. 319, 1920 ; Proc. Phys. Math. 

Soc. Japan, (2), 2. 91, 1920 ; R. L. Sanford, Journ. Franklin Inst., 179. 96, 1916 ; Scient. Paper 
Bur. Standards, 496, 1924 ; 546, 557, 1927 ; 567, 1928 ; Trans. Amer. Soc. Sted Treating, 6. 
577, 1924 ; Iron Trade Rev., 77. 566, 596, 1925 ; Tech. Paper Bur. Standards, 315, 1926 ; Bull 
U.S. Bur. Standards, 12. 1, 1915; Phys. Rev., (2), 37. 1080,1931 ; R. L. Sanford and J. M. Barry] 
Scient. Paper U.S. Bur. Standards, 545, 1927; H. L. Sanford and W. L. Cheney, ib., 384, 1920; 
R. L. Sanford, W. L. Cheney and J. M. Barr>, ib., 510, 1925; Chem. News, 181. 325, 1926; 
R. L. Sanford and G. A. Ellinger, Trans. Amer. Soc. Sted Treating, 20. 263, 1932 ; Proc. Amer. 
Soc. Testing Materials, 31. ii, 83, 1931 ; R. h. Sanford and M. F. Fisher, Trans. Amer. Soc. 
Testing Materials, 19. ii, 68, 1919 ; R. L. Sanford and W. B. Kouwenhoven, ib'., 19. ii, 81, 1919 ; 



IRON 


295 


S. Sadu, Phys, Pev.f (1), 14. 158, 19()2 ; H. B. de SausHure, DiMsertalo di jikysira, CiiMU‘va, 17H5 • 
S. Savery, Phil. Trana., 86. 814, 1730 ; R. Schaffert, Phys. Rev., (2), 39. 1017, 1032 ; K. SdviOL 
Ann. Physik, (4), 25. 594, 1908; E. iSchmidt, Die Magnetiache Uniersuchung des Kisena und 
rerwandUr Metalle, Halle, 1900 ; W. Schmidt, Phya. Zeit., 80. 259, 1929 ; Wi 'ed. Ann., 54. 055. 
1896 ; Nature, 61. 85, 1895 ; tj. Schneider, Die Messung der ^nagnetischen Verluste an Eiarnblerh- 
atreifen bei homogener Sdttigung, Greifswald, 1929; W. Schneider, Zeit. Physik, 42. 883, H)27 ; 
K. Schrelier, Electrician, 46. 16, 1900; Phys. ZeiL, 2. 18, 1901 ; K. Schroeter, Die BeMimmung 
des Austenitgehalies durrh Messung des rnagnetischen Satiisgungswerks unA die Vorgdnge f>eiw 
ArUassengehdrler Stdhle, Diisseldorf, 1929 ; E. H. Schulz and W. Jen^re, Stahl Eisen, 46. 11, 1926 ; 
A. Schulze, Zeit. terh. Phys., 8. 495, 1927; Zeit. Physik, 50. 448, 1928; 82. 674, 19.33; Ann. 
Physik, (5), 11. 937, 1931 ; E. N. Schwedoff, ih., (4), 19. 918, 1906; A. Schweitzer, Elcctra- 
teeh. Zeit, 22. 363, 1901 ; W. Scoreeby, Trans. Hoy. Sor. Edin., 9. 254, 1823 ; Phil. Trans.. 112. 
241, 1822 ; F]. K. Seott, Iron ('(xd. Trades Rev., 84. 377, 1911 ; G. 1". ('. S<‘arle, Journ. Inst. Elect. 
Eytg., 34. 94, 1905 ; G. E. C. Searle and T. G. Bedford, Phil. Trans., 198. A, 33. 1902 ; Prix. Roy 
Hoc., 68. A, 348, 1902 ; S. Seatw, Phys. Rev., (2), 38. 1254, 1931 ; T. J. Seebeek, Pisjg. Ann., 10. 
47, 1827 ; R. Seidek and A. Pompe, Stahl Eisen, 15. 342, 1895 ; K. Seyama, Mem. Kyasha Col. 
Eng., 5. 227, 1930 ; K. S. Selijesater and B. A. l^ogera, Trans. Amer. S<h'. Steel Treatimj, 19. 55.3. 
1932; A. Serres, Ann. Physique, (10), 17. 5, 19,32; .1. H. Seth, (’. Anand and M. Dayal, Zeit. 
Physik, 52. 382, 1928; G. A. Shakespear. Phil. Mag., (5), 47. 539, 1899; H Shaw and 
S. C. hnyffi. Electrician, 48. 699, 76.5, 1902; G. Shenfer, AVrr/r/rnm, 87. 263. 1921 ; K. Shida. 
Phil. Mag., {5), 72. 96, 1886; S. Shimizu and 3\ Tanakadate, Eror. Tokyo Phys. Math. Sor.. 
3. 142, 1906; K. ,1. Sixtus, Phys. Rev., (2), 44. 46, 19,33 ; K. .1. Sixtu.s and L. Tonks. ib., (2), 37. 
9.30, 1931; (2), 39. 3.57, 1932; (2), 42. 419, 1932; (2), 43. 9.31, 1933; C. J. SmH>,Zeit. PhysiJc, 
51. 557, 1928; 53. 449. 1929; 56. 649, 1929; 58. 718, 1929; Ann. Physik, (5), 3. 270, 1929; 
Physica, 9. 43, 1929; 10. 1, 1930; 61. .557, 1928 ; G. J. Sizoo and (\ Zwikker, Zeit, Metallknnde 
21. 125,1929 ; J. C. Slater, ib., (2), 35. 509, 1930 ; (2), 36. .57, 1930 ; A. VV. Smith, E. I). Camp- 
hell and W. L. Eink, Phys. Rev., (2), 23, 377, 1924; C. M. Smith and G. W. Sherman, ib., 
(2), 4. 267, 1914; E. J. Smith, Phil. Mag., (5), 32. 383, 1891 ; J. H. Smith, Scieru'e Prmjress. 
19. 403, 1925; S. W. J. Smith, Proc. Phys. Soc., 26. 77. 1912; Chem. News, 106. 34, 1912; 
S. \V. J. Smith and J. Guild, Proc. Phys. Soc., 24. 342. 1911 ; 26. 77, 1912; Phil. Trams., 215. 
A, 177, 1925; S. W. J. Smith, W. Mayneord and A. A. l)<‘e, Proc. Phys. Soc., Zl. I, 1924 ; 
S. W. d. Smith, W. White and S. G. Barker, ib., 24. 62, 1911 ; A. Sommerfeld, Phys. Rev', 
(2), 29. 208, 1927 ; T. None, Scienre Rep. TohMu Unir., 4. 313, 1916; A. J. Sorensen, Phys. 
Rcr., (2), 24. 658, 1924; (2), 26. 114, 1925; B. Speed and G. W. Elmen, Jimm. Amei. Jnsl. 
Elect. Eng., 40. 596, 1931 ; T. Spooner, Phys. Rev., (2), 25. 114, .">27, 1925; (2), 27. 115, 18.3, 
1926; Elect. Journ., 22. 610, 1925; E. Spuhrmann, Zeit. Physik, 39. 332, 1926; V. Stableiii, 
Stahl Eisen, 45. 1789, 1925 ; Krnpps Monatsh., 9. 181, 1928 ; J. Stauber, J'eber dav magnelischc 
lerluillen dfs Eisens bei lie Jen Temjn raturen, Zurich, 19(M); Lumiere Khcf., (2), 1. 120, 1908; 
d. C. Stearns, Phys. Rev., (2), 35. 1,292, 1930; d. Stefan, Sitzber. Akad. H'lV/i, 64. 219, 1871 ; 
K. Steimel, Zeit, tech. Phys., 13, 369, 1932; W. Steinhaus and FI Giiraliuh, Verb, deut, phys. 
des., 17. 369, 1915; ('. E. Stemmetz, den. Elect. Rev., 20. 135, 1917 ; Trans. Amer. Inst. Elect. 
Eng., 9. 3, 621, 1892; O. Stern, Zeit. Physik, 1. 147, 1920; d. S. Stevens, Phys. Rev., (1), 7. 
19, 1898 ; (1), 11. 95, \\m ; d. S. Su^vens and H. G. Dorwy, ib., (1), 9. 116. 1899 ; Electrician. 
48. 759, 1899; O. Stierstadt, Phys. Rev., (2), 37. 13,56. 1931 ; Zeit Physik, 65. 575, 1930; 68 
632, 1931 ; Phys. Zeit, 31. 561, 1930 ; Zeit tech. Phys., 13. 65, 105, 1932 ; W. W. Slifler, Phy,^ 
Rev., (1), 33. 268, 1911 ; A. E. Stogoff and E. 1. Peltz, Soobschen iya Vsesoynznogo Inst. Metals, J. 

5, 1931 ; E. C. Stoner, Proc. Phys. S(k., 42. 358, 1930; Science Piogrcss. 21. 600, 1927 ; Pr<K 
Leeds Lit Phil So('., 1. .55, 1926 ; 2. 50, 56, 309, 391, 1933 ; Phil Mag., (7), 3. 336, 1927 ; (7), 

8. 250, 1929; (7), 10. 27, 1930; (7), 10. 16, 1930; (7), 15. 1018, 1933; H. and E. Streintz, 
Sitzber. Akad. Wten, 76. 946, 1877 ; M. d. (). Strutt, Zeit. Physik, 68. 632, 1931 ; H. St^^ri, Proc. 
Anwr. Soc. Testing Materials, 31. ii, 94, 1931 ; W. Sueksinith, Proc. Phys. Soc., 42. 385, 1930 ; 
Proc. Hoy. Soc., 108. A, 638, 1925; W. Sucksmith and L. F. Bates, ib., 104. A, 499, 1923- 
W. Sucksmith, H. H. Potter and L. Broadway, ib., 117. A, 471, 1928 ; B. S. Summers, Journ. 
Iron Steel Inst, 65. i, 162, 1899; W. E. Sumpner, Electrician, 54. 221, 280, 1905; d. Swin¬ 
burne and W. F. Bourne, B.A. Rep., 753, ISIH); Electrician, 25. 648, 1890; T. Swinden, Journ. 
Inst Elect. Eng., 42. 641, 1909; R. Swinne, Veroffent. Sietnena-Konzern, 7. 85, 1929; 

W. Tafel, Stahl Eisen, 84. 481, 578, 1914 ; E. Take, Ann. Physik, (4), 20. 849, 1906 ; G. Tam- 
mann, Zeit phys. Chem., 66. 79, 1908; Zeit MetaUkunde, 24, 220, 1932; G. Tainmann and 
H. J. Rocha, Ann. Physik, (5), 16. 861, 1933; A. Tanakadate, Phil. Mag., (5), 28. 207, 1899 ; 
K. Tangle, Ann. Physik, (4), 6. 34, 1901 ; E. Teller, Zeit Physik, 62. 102, 1930; E. M. Terry, 
Bull. Nat Research Council, (3), 8. 113, 1922 ; Phys. Rev., (1), 80. 133, 1910 ; (2) 9 394 1917 ’ 
Elextrician, 66. 6, 1910; O. Teschc, Zeit lech. Phys., 11. 239, 1930; A. M. Thiessen,’ Phys 
Rev., (1), 8. 65, 1899; Proc. Amer. Assoc. Adv. Science, 47. 115, 1899; ¥. C. Thompson and 
E. Whitehead, Proe. Roy. Soc., 102. A, 587, 1923; Trans. Faraday Soc., 9. 152, 1923- 
M E. Thompson, Tra7is. Atner. Inst. Elect Ejig., 9. 2.50, 1891 ; S. V. Thompson, Journ. Inst 
Elect Eng., 50. 80, 1913; Electrician, 75. 65, 1915; Proc. Phys. Soc., 27. 179, 1915; L. Tieri, 
Atti Accad. Lincei, (5), 17. 204, 1908; H. Tomlinson, Pioc. Phys. Soc., 9. 265, 1898; 10. 367' 
445, 1890 ; Proc. Roy. Soc'., 27. 109, 1878 ; 40. 447, 1886 ; 42. 224, 1867 ; 56. 103, 1894 • Phil 
^og ^ (5), 25. 285, 372, 1888; (5), 26. 18, 1888; (5), 29. 394, 1890; (5), 30. 14.5, 1890:’ Phil 
Irans., 179. A, 1, 1889; Electrician, 26. 376, 416, 1890; R. van I’ongel, Chew. Ztg., 21. 58(i 



296 


INORGANIC AND THEORETICAL CHEMISTRY 


1897 ; L. Touks, Phya. Pev., (2), 28. 221, 1924—see ISixtus ; W. Treiikle, Ann. Phyaik, (4), 19. 
692,1906 ; A. R. S. TrAve, Compt. Rend,, 68. 268,1869 ; A. R. S. Triveand L. Durassier, Mondea, 
28. 687, 667, 1876 ; Compt. Rend., 82. 146, 1876; M. Tr6ve, ib., 67. 321, 1868 ; 76. 765, 1872 ; 
Arch. Sciencea Genere, (2), 33. 74, 1868 ; F. S. Tritton and D. Hanson, Journ. Iron Steel Inat., 
110. ii, 190, 1924; H. Trosine, Ann. Phya., (6), 4. 109, 1930; C. C. Trowbridge, Elect. World, 326, 
1902 ; Phil. Mag., (6), 3. 353, 1902; School Minee Quart., 24. 72, 1903 ; J. Trowbridge, Amer. 
Joum. Science, (3), 21. 316, 1881; (3), 48. 307, 311, 1894; (3), 42. 226, 1891 ; Proe. Amer. 
Acad., 6. 114, 1878; 22. 462, 1885 ; 26. 115, 1891 ; J. Trowbridge and E. P. Adams, Amer. 
Journ, Science, (4), 11. 176, 1901 ; J. Trowbridge and W. N. Hill, Proc. Amer. Acad., 18. 197, 
206,1883 ; J. Trowbridge and C. B. Penrose, ib., 18. 210,1883 ; M. Tschetrerikova, Zeit. Phyaik, 
44. 139, 1927 : N. Tnnazima, ib., 67. 87, 1931 ; A. Turner, ib., (2), 21. 34,1923; F. Tyler, Phil. 
Mag.. (7), 9. 1026, 1930; (7), 11. 596, 1931 ; E. P. T. Tyndall, Phys. Rev., (2), 30. 681, 1927 ; 

(2) , 24. 439, 1924 ; E. P. T. TyndaU and J. M. B. Kellogg, ib., (11), 30. 354, 1927 ; K. Uller, Verb. 
Seat. phys. Oes., (3), 6 2, 1924 ; Zeit. Phyaik, 88. 72, 1926 ; C. R. Underhill, Magnets, New York, 
1924; 0. Unverdorben, Verhalten dea Magnetiamus zur Wdrme, Munehen, 1856; K. Urbsehat, 
Zeit. Phyaik, 7. 260,1931; G. VaUauri, Electrician, 66. 603,1910; Aaa. Eletlr. Itnl., 13. 1, 1909 ; 
E. Villari, Pogg. Ann., 126. 67, 1868; 137. 569, 1869; Nuovo Cimenio, (1), 27. 329, 1868; 
J. H. van Vleck, Phys. Rev., (2), 37. 467, 1931; (2), 41. 208, 385, 1932; E. Vogt, Ergebn. exakt. 
Natuncis.o., II. 323, 1932; Phys. Zeit., 38. 864, 1932 ; 84. 207, 1933 ; K. Volkova, Zeit. Phyaik, 
74. 388, 1932 ; J. D. van der Waals, Phys. Mem., 1. 333, 1891; R. H. de Waard, Phil. Mag., (7), 

4. 641, 1927 ; Zeit. Phyaik, 32. 789, 1925; C. W. Waggoner, Phys. Rev., (1), 28. 397, 1909 ; 
G. R. Wait, Zeit. Phyaik, 77. 696, 1932; Phya. Rev., (2), 28. 848, 1926; (2), 29. 666, 1927; 
G. R. Wait, F. G. Briokwedde and E. L. Hall, ib., (2), 81. 967, 1928; (2), 82. 303, 1929; 
W. J. Walker, Proc. Edin. Roy. Soc., 36. 217, 1915; T. F. Wall, Applied Magnetism, London, 
1927; A. von Waltenhofen, Wied. Ann., 20. 835, 1883 ; 32. 133, 1887; E. Warburg, ib., 
13. 141, 1881 ; Pogg. Ann., 189. 499, 1870; E. Warburg and L. Honig, Wied. Ann., 20. 814, 
1883; E. Wartmann, Arch. Sciences Geneve, (1), 13. 36, 18,50; A. Wassmuth, Sitzber. Akad. 
Wien, 83. 217, 332, 1881 ; 86. 997, 1882 ; 86. 539, 1882 ; 87. 82, 1883; E. A. Watson, Journ. 
Inst. Elect. Eng., 61. 641, 1923; Electrician, 60. 4, 1907; C. E. 5\%bb and L. H. Ford, 
Journ. Inal. Elect. Eng., 61. 641, 1923; H. S. Webb, Proc. Amer. Asaoc. Adv. Science, 47. 137, 
1899 ; R. H. Weber, Ann. Phyaik, (4), 36. 624, 1911 ; W. L. Webster, Proc. Phya. Soc., 42. 431, 
1930; Proc. Roy. Soc., 107. A, 496, 509, 1926; 109. A, 670, 1926; 113. A, 196, 1926; 114. A, 
611,1927 ; B. Wedensky, Zeit. Phyaik, 34. 309,1925; B. Wedensky and K. Theodortschik, Phya. 
Zeit., 24. 216, 1923; Ann. Phyaik, (4), 68. 463, 1922; F. A. Weihe, Electrician, 39. 372, 1897 ; 
P. Weiss, Journ. Phya., (4), 7. 'U9, 1909 ; (4), 9. 373, 1910 ; Rev. Scient.,58. 645, 1920 ; Nature, 
129. 95, 1932; Compt. Rend., 146. 1155, 1907; Rev. Met., 6. 680, 1909; Ann. Physique, (10), 
17. 97, 1932 ; Trans. Amer. Elektrochem. Soc., 66. 76,1929 ; Joum. Phya. Rad., (6), 2. 161, 1921 ; 
Inat. Internal. Phya. Sdvay Mag., 325, 1932; Anal. Fis. Quim., 20. 379, 1922; 30. 237, 1932 ; 
Scientia, 47. 91, 1930; P. Weiss and P. Collet, Compt. Rend., 178. 2146, 1924 ; P. Weiss and 
G. Foex, Arch. Sciences Genive, (4), 81. 6, 89, 1911 ; Compt. Rend., 187. 744, 1928; P. Weiss 
and R. Forrer, t6., 144. 26, 1907; 186. 821, 1927; 189. 663, 1929; Proe. Phys. Soc., 42. 413, 
1930; Ann. Phyaik, (10), 5. 163, 1926; (10), 12. 279, 1929; P. Weiss and J. Kunz, Journ. 
Phya., (4), 4. 847, 1906; P. Weiss and H. K. Onnes, Comm. Phya. Lab. Leyden, 114, 1910 ; 
P. Weiss and V. Planer, Journ. Phys., (4), 7. 6, 1908 ; P. Weiss and G. Ribaud, ib., (6), 3, 74, 
1922 ; L. A. Welo, Phya. Rev., (2), 82. 320, 1928; Phil. Mag., (7), 6. 481, 1928 ; Nature. 116. 
369, 1925 ; L. A. Welo and O. Baudisch, Phya. Rev., (2), 29. 612, 1927 ; G. Wertheim, Compt. 
Rend., 22. 336, 1846 ; 36. 702, 1862 ; Ann. Chim. Phys., (3), 12. 610, 1842 ; (3), 23. 302, 1848 ; 

(3) , 60. 385,1867 ; Compt. Rend., 24. 301, 1847 ; 86. 740, 1863 ; W. von Westphal, Magnetiamus, 
Berlin, 1927 ; F. Wever, Zeit. anorg. Chem., 162. 193, 1927 ; 168. 327, 1928; Zeit. Metallkunde, 
24. 270,1932 ; F. Wever and P. Giani, Mitt. Eiaenforsch., Dilaaeldorff, 7. 59,1925 ; E. Wiedemann, 
Wied. Ann., 4. 320, 1878; G. Wiedemann, Pogg. Ann., 100. 235, 1857; 108. 563, 1868; 106. 
199, 1859 ; 122. 365, 1864 ; 167. 257, 1876 ; M. Wien, Phya. Zeit., 33. 173, 1932 ; L. R. Wilber- 
force, Proc. Phya. Soc., 46. 8?, 1933 ; H. I. Wild, Bull. Acad. St. PeUraburg, (3), 8. 791, 1873 ; (3), 
10. 439, 1877 ; L. W. Wild, Trans. Faraday Soc., 16. 1, 1920; Trans. Amer. Soc. Steel Treating, 
2. 696, 1922; H. Wilde, Mem. Manchester Lit. Phil. Soc., 9. 2, 1896; Proc. Roy. Soc., 60. 109, 
1891; 61. 291, 1897; E. H. Williams, Phya. Rev., (1), 88. 60, 1911; (2), 27. 114, 1926; 
N. H. Williams, ib., (2), 8. 116, 1914 ; S. R. WUliams, ib., (2), 22. 204, 626, 1923 ; (2), 89. 368, 
1932; (2), 41. 386, 1932; Rev. Scient. Inatr., 3. 675,1932; Hull. Nat. Research Council, 8. 214, 
1922; Trans. Amer. Soc. Steel Treating, 6. 362, 479, 1924 ; 11. 677, 823, 1927 ; Testing, 1. 190, 
1924; Science, (2), 69. 394, 1924; Trans. Amer. Soc. Testing Materials, 19. ii, 130, 1919; Phys. 
Rev., (2), 4. 498,1914; (7), 84. 40,1912; (1), 86. 282, 1912 ; (2), 10. 133, 1917; S. R. WiUiams 
and O. Koppius, ib., (2), 19.540,1922; W. E. Williams, Phil. Mag., (6), 4.430,1902 ; C. H. Willis, 
Elect. World, 82. 1005, 1923 ; G. P. WiUs, BuU. Nat. Research Council, 8. 16, 1922 ; R. L. Wills, 
Phil. Mag., (6), 60. 1, 1900; Elect. World, 82. 1005, 1923; E. Wilson. Electrician, 89. 672, 1897; 
Elect. Rev., 42. 313, 1898 ; Engg., 61. 267, 1896; Proc. Hoy. Soc., 68. 218, 1901 ; 69. 436, 1901 ; 
70. 359,1902 ; 78. A, 22, 1906 ; 80. A, 369, 1908 ; 90. A,‘ 179, 343, 1914; 101. A, 446, 1922 ; 
108. A, 185, 1923; Proc. Phys. Soc., 27. 440, 1916; E. Wilson, B. C. Clayton and A. E. Power, 
ib., 24. 29, 1912; Chem. News, 106. 32, 1912; E. Wilson, G. F. O’Dell and H. W. K. Jennings, 
Proc. Phya. Soc., 83. A, 1,1909; Nature, 81. 28,1909; F. P. Wilson, Gen. Elect. Rev., 30. 644,1927; 

5. F. Winkler, Stahl Eiaen, 84. 1361, 1914 ; Ferromagnetiache Eigenachaflen von Kohlenatoff und 



IRON 


297 


WdfrafMtdhkih Berlin, 1913; A. Wolf, Zeit. Physik, 70. 519, 1930; E. Wollman, Arch, Electro¬ 
tech., 19. 386, 1928 ; W. Wolman and H. Kaden, Zeit. tech. PV 13. 330, 1932 ; S. Wologdine, 
Compt. Rend., 148. 776, 1909; W. K. Wright, fhys. Rev., (2),'ll. 161, 1918; J. Wiirschmidt, 
Krupp'a Monatah., 8. 206, 1922; 4. 1, 1923; Stahl Eiaen, 44. 1727, 1924; Zeit. Phyaik, 16. 203, 
1923; C. 8. Yeh, Proc. Amer. Acad., 60. 503, 1925; T. D. Yenscn, Science Rep. Weatirvghouae, 
184,1926; /S^ciewce, (2), 68. 376,1928 ; P%«. Pcv., (2), 31. 714,1928 ; (2), 32. 114,1928 ; (2), 89. 
358, 1932 ; Journ. Franklin Inat., 199. 333, 1925 ; 206. 603, 1928 ; MeiaU Alloya, 1. 493, 1930 ; 
Electrician, 76. 52, 1916; Qen. Elect. Rev., 18. 881, 1915; Trans. Amer. Inat.' Min. En.g., 52. 
274, 1909; Trans. Amer. Electrochem. Soc., 56. 216, 1929; Btill. Engg. Exp. Station Illinois 
Univ., 12, 1914 ; Trana. Amer. Inat. Elect. Eng., 34. 2601, 1915 ; 43. 145, 1924 ; Yearbook Amer. 
Iron Steel Inat., 452, 1931 ; Chem. Met. Engg., 14. 585, 1916; T. 1). Yensen and N. A. Ziegler, 
Tech. Publ. Amer. Inat. Min. Eng., 427, 1931 ; J. F. T. Young, Trana. Roy. Soc. Canada, (3), 
16. 49, 1922; L. Zchnder, Wied. Ann., 38. 68, 496, 1889; 41. 210, 1890; J. Zenneck, Ann. 
Phyrk, (4), 9. 616, 1902; (4), 10. 845, 1903; (4), 11. 1121, 1135, 1903; K. Zicklcr, Centr. 
Elekirotech., 4. 522, 1886; N. A. Ziegler, Tech. Publ. Amer. Inat. Mm. Eng., 273, 1929; 
K. Zschiesche, Zeit. Physik, 11. 201, 1922; F. Zwicky, Helvetica Phya. Acta, 3. 269, 1930. 


§ 23. The Chemical Properties of Iron 

According to G. Tammann,^^ the effect of cold-work on iron is to make the metal 
less noble, or more basic. The lower limit of the temp, of reactions between 
solids was found by G. Tammaim to correspond with the temp, at which the 
space-lattice of a solid begins to change. Fairly good agreement was observed 
for the beginning of the reaction between tungsten, molybdenum, copper, titanium, 
beryllium, phosphorus, manganese, aluminium, or silicon and iron, and iron-nickel 
or iron-cobalt alloys. The subject was studied by E. Scheil. 

F. Duran and C. H. Teckentrup found that the absorption of argon by 
electrolytic iron is purely adsorption. F. Fischer and F. Schroter observed no 
evidence of combination when iron is sparked beneath liquid argon. V. Kohl- 
schiitter and R. Muller investigated the spluttering of iron electrodes in 
gaseous argon; and V. Kohlschiitter and co-workers, F. Fischer and co-workers, 
B. Walter, and J. Stark discussed whether or not the phenomenon is due to the 
formation of an unstable endothermal compound. Similarly also with helium* 
W. A. Tilden found that helium is less readily absorbed by iron than is the case 
with hydrogen. A. Sieverts and E. Bergner found that argon and helium do not 
show a measurable solubility in solid iron at 1200° and 1400°, or in molten elec¬ 
trolytic iron at 1500°, whilst W. Ramsay and M. W. Travers detected no diffusion 
of argon or helium through iron. The subject was studied by E. Martin, and 
W. Frankenburger and co-workers. The gases occluded by meteoric irons are 
mainly the carbon oxides, nitrogen, methane, and hydrogen; though W. Ramsay, 
and H. D. Campbell and J. L. Howe reported the presence of occluded argon and 
helium in meteoric iron. F. Paneth and W. D. Urry found that iron meteorites 
contain up to 36*15 xl0~® c.c. of helium per gram; and terrestrial iron, 1 *05x10"® 
c.c. per gram. 

M. Poljakoff 2 observed that when hydrogen at 3 to 5 mm. press, is passed 
over iron at 400° to 800°, no luminescence occurs, but if a small stream of oxygen 
or air is added to a point remote from the metal, a violet, gteen, or yellow 
luminescence occurs. The luminescence is not produced by a mixture of hydrogen 
and oxygen. 

Iron readily absorbs or occludes gases, and it may take up ten to twenty times 
its own vol. of gas when it is heated in a furnace, and the gas consists mainly of 
carbon monoxide and dioxide, nitrogen, and hydrogen. The gases are given off 
when the metal is heated in vacuo. A number of observations by (1) G. Allemann 
and J. Darlington, (2) G. W. Austin, (3) T. Baker, (4) E. Becker, (5) G. Belloc, 
(6) 0. Boudouard, (7) L. Cailletet, (8) 6. Charpy and S. Bonnerot, (9) J. W. Donald¬ 
son, (10) P. Goerens, (11) P. Goerens and J. Paquet, (12) E. Goutal, (13) T. Graham, 
(14) L. Guillet, and R. A. Hadfield, (15) H. M. Howe, (16) R. Hugues, 
(17) L. Jordan and J. R. Ecknian, (18) P. A. Klinger, (19) E. Maurer, 
(20) P. Oberhoffer and E. Piwowarsky, (21) P. Oberhoffer, E. Piwowarsky, and 
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0. von Keil, (22) J. Parry, (23) H. M. Ryder, (24) L. Troost and P. Hautefeuille, 
(25) A. Vita, and (26) T. Zyromsky are summarized in Table XLVII. 

Other observations were made by E. Armk)n and H. Willners, J. O. Arnold, 
0. W. Austin, L. Baraduo-Muller, P. Bardenheuer and W. Bottenberj?, O. Bauer, H. Bes¬ 
semer, H. Braune, H. le Chatelier and B. Bogiteh, J. E. Fletcher, K. K. Gratify, 
(1. Guillemin and B. Delachanal, L. L. Haase and H. Shenck, P. L. T. Heroult, O. Horting, 
W. Hcssenbruch, B. Hird, H. M. Howe, G. d’Huart, D. E. Hughes, K. Hiigues, .1. E. Hurst, 
J. E. Johnsen, W. H. dohnson, S. Kern, P. A. Klinger, F. Korber anil H. Plouin, 
J. W. Langley, A. Ledebur, (L Lewkonja and W. Baukloh, A. G. Lobley ami C. L. Betts, 
A. McCance, A. Magnus and B. Klar, E. von Maltitz, E. Maurer, V. S. Meskin and 
Y. M. Margolin, A. S. de Osa, N. Parravano and A. Scortecci, N. Parravano and 
0. Jl. del Turco, E. Piwowarsky, E. Piwowarsky and H. Esser, H. Ploum, F. Rapatz, 
W. Rohn, T. E. Kooney and G. Barr, E. H. Schulz, C. J. Smithells, T. C. Sutton and 
H. K. Ambler, W. A. Wesley and co-workers, N. A. Ziegler, etc., are summarized in 
Tabic XLVll. The effervescence and spitting of molten steels was discussed by 
H. 1). Hibbard. Obaervations on the absorption of hydrogen by iron and steel were made 
near the middle of last century by H. St. G. Deville, E. Fi^my, L. Troost and P. Hautefeuille, 
H. St. C. Deville and L. Troost, L. Cailletet, and T. Graham. Later observations wore made 
by A. .1. Allrnandi G. P. Baxter, M. le Blanc, G. F. Burgess, J. ("ournot, .1. Grant, 
W. Hessenbnich, E. Heyn, (J. d’Huart, A. Ledebur, H. Lee, D. J. McNaughton. E. Martin, 
d. H. Meidinger, E. Muller and K. Schwabe, B. Neumann, J. Parry and A. E. Tu<‘ker, 
N. B. Pilling, F. Rapatz, T. W. Richards and G. E. Bohr, W. (L Roberts-A listen, F. Schmitz, 
E. H. Schulz, A. Sieverts, H. S. Taylor and R. M. Bums, M. Thoma, A. Villachon and 
G. Chaudron, H. Wedding and T. Fischer, and J. H. Whiteley. 


J. Parry noticed that the solubility of hydrogen in iron increases with a rise of 
teinp. As a rule, the solubility of gases in water decreases with a rise of temp,, 
whereas in the ease of molten metals, the solubility increases. In nori-aqueous 
solvents, there are often minima in the solubility curves, and even in the case of 
water there are indications that it behaves more like non-aqueous solvents when 
its temp, is raised, and the complexity of its molecules—1. 9, 7 is sim])lifie(l. 
If the effect of temp, on the solubility of gases in molten metals is iu aieord with 
the principle of accommodation- 2. 18, 4—the solubility will increase with a rise 
of temp, when the process of dissolution is endotherrnal, and it will decrease with 
a rise of temp, if the process is exothermal. These deductions are quite iu(le})endent 
of the mechanism of the process of dissolution. 

According to T, Graham, iron at a red-heat is capable of taking uj) and holding 
when cold 0-46 vol. of hydrogen ; and he added that it is difficult to impregnate 
malleable iron with more than one vol. of hydrogen under atm. press., but meteoric 
iron from Lenarto contains three times that amount. Hence he inferred that “ the 
meteorite has been extruded from a dense atmosphere of hydrogen gas, for which 
we must look beyond the light, cometary matter floating about within the limits 
of the solar system.” B. Neumann and ¥. Streiutz observed that iron can occlude 
9*3 to 19*17 times its vol. of hydrogen ; and L. Troost and P. Hautefeuille found 
that charcoal iron heated for 48 hrs. in hydrogen at 800^" absorbed 0*7 vol. of gas, 
whilst wrought iron absorbed 0*16 vol., and cast steel, 0*10 vol. G. P. Baxter 
observed no occlusion of hydrogen by iron obtained from the oxide by reducing 
it in hydrogen ; and E. Heyn found that iron heated in hydrogen at KXX) ' absorbed 
0*16 vol, of gas. H. Wedding and T. Fischer found that a gram of grey pig-iron 
at absorbed 0*0079 mgrm, of hydrogen ; iron from the converter, 0*0027 
mgrm. ; basic ingot iron, 0*0014 mgrm. ; open-hearth ingots, 0*033 to 0*043 mgrm. ; 
ingot when dulled, 0*12 to 0*17 mgrm. ; wrought iron, 0*(X)18 to 0*017 mgrm. ; 
and electrodeposited iron, 2*8 mgrm .—vide Table XLVII. T. 0. Sutton and 
H. R. Ambler said that steel abruptly exposed to a high pressure and temp.— e.g. 
when cordite is exploded in a steel vessel absorbs as much as 30 c.c. of gas per 
gram of metal, an amount which is larger than has been observed under other 
conditions. The gases are retained firmly below 600^, and are not all eliminated 
at 1000^’ under reduced press. The heat of absorption of the gas is estimated 
to be 0*75 cal. per c.c. of mixed gas. W. Frankenburger and co-w'orkers studied 
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the absorption of hydrogen by highly dispersed iron ; and L. Baraduc-Muller, the 
absorption of gases by liquid steel. 

A. Sieverts found that raising the temperature favours the absorption of hydrogen. 
Iron wire absorbs increasing amounts of hydrogen when it is heated in an atm. of 
that gas from 400"^, upwards ; but on cooling, the absorbed gas is evolved. Repre¬ 
senting the amounts of hydrogen in mgrms. of gas per 100 grms. of iron, or in vols. 
of hydrogen per unit vol. of iron : 
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Vol. . 
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The results are plotted in Fig. 318. There is a break in the curve corresponding 
with the a-e^y-transformation ; and there is a marked increase in the solubility 

of the gas as the metal passes from the 
solid to the liquid state of aggregation 
between 850° and 900° ; but no singu¬ 
larity was observed about the A 2 -critical 
point. A. Skrabal also noted that hydro¬ 
gen dissolves more readily in y-iron than 
it does in a-iron. G. Tammann and 

J. Schneider observed that after a-iron 
has undergone the y-transformation, it 
no longer absorbs hydrogen at 300°. 

K. Iwase observed that reduced iron 
absorbs hydrogen at different temp, in 
accord with the solubility curves shown 
in Fig. 319, and that the solubility, S c.c. 
of gas at n.p. 0 per 100 grms. of metal, 
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Fia. 318.—The Solubility of Hydrogen 
in Iron at Different Temperatures. 


can be represented by the linear equations 5=l*685-f*0*016(^—200) for a-iron ; 
and /S=13*445-f0-1293(d—910) for y-iron. G. Borelius, represented the solubility, 
Sy of hydrogen in a-iron by and in y-iron, by where a 

denotes a constant which varies with the temp., but has nearly the same value 
for all metals at high temp. H. S. Taylor and R. M. Burns, found that at 25°, 
one vol. of metal absorbs 0*05 vol. of hydrogen, and <0-05 vol. at 110° and 218°; 
W. A. Dew and H. S. Taylor, that one gram of iron at 0°, 110°, 218°, and 305° 
absorbs respectively 0*0074, 0-0028, 0*0195, and 0-0116 c.c. of hydrogen. Obser- 
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Fig. 319.—The SolubiUty of Fig. 320.—The Solubility of 

Hydrogen in Iron. Hydrogen in Cast Iron. 

vations were made by E. Martin, N. I. Nikitin, and A. Sieverts and E. Jurich. 
K. Iwase found that the solubility of hydrogen in cast iron is smaller, the higher 
is the proportion of contained carbon. The results with cast iron containing 3*5, 
4*0, and 4*3 per cent, of carbon are shown in Fig. 320. Steel also dissolves more 
hydrogen than does cast iron. E. Martin’s results agree better with those of 
A. Sieverts than with those of K. Iwase. C. J. Alexander examined the effect of 
liquid air temp. 

G. Tammann and J. Schneider's observations show that the metal hardened by 
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cold-rolling absorbs hydrogen at 300° more rapidly and to a greater extent than 
does the soft metal, but the reverse obtains with electrolytic hydrogen. The 
metal softened at 1100° absorbs electrolytic hydrogen much more rapidly than the 
hard metal. The octahedral planes of the crystals of the metal absorb hydrogen 
the fastest. 

W. Heald, and W. Frankenburger and K. Mayrhofer studied the absorption of 
hydrogen by thin films of iron. L. Troost and P. Hautefeuille showed that pyrophoric 
iron reduced from the oxide by hydrogen at a low temp., decomposed water slowly 
at ordinary temp., and rapidly at 100° ; the decomposition is more rapid the finer 
is the state of subdivision of the metal. The adsorbed hydrogen can be removed 
in vacuo without interfering with the pyrophoric character. According to 
T. W. Richards and G. E. Behr, finely-divided iron, obtained by reducing the oxide 
at a relatively low temp., 570°, has the power of absorbing hydrogen, but the potential 
of the metal is not appreciably affected thereby, unless the surface is fully charged 
with hydrogen when the potential is somewhat lowered. When iron which has 
been heated in an atm. of hydrogen or nitrogen is suddenly cooled by plunging it 
in water, it absorbs hydrogen from the water in a specially active form in virtue 
of which the potential is raised by about 0*15 volt. This hydrogen is not readily 
renioved when the iron is kept m water or in a soln. of potassium sulphate, but it is 
rapidly expelled when the iron is placed in a soln. of ferrous sulphate, jind the 
potential returns to its normal value. 

According to N. I Nikitin, the gas dissolved by pyrophoric iron at —185° repre¬ 
sents a true surface adsorption, because it can be completely pumped off at ordinary 
temp., and it is in accord with the adsorption equation a=kp^l^K He found pyro¬ 
phoric iron is inert between —80° and 16° ; and at higher temp, it absorbs the gas 
in increasing quantities. Pyrophoric iron reduced from the oxide at 515° to 525° 
absorbs v c.c. of hydrogen, reduced to n.p. 6 per 5 grins, of metal when the press, 
is p mm. : 

- l^<r) 380“ 510“ 

/ ■ ■ ^ .. ^ , -— ■ ■■-■A— . , , , ^ 

p . 92-4 229-7 521-0 ()27-0 70-4 274-6 449-0 694*5 734-2 mm. 

3-2 5-.3 7-7 S-3 ,3-5 4-4 4-9 5-2 6*10 c.c. 

G. Tammann and J. Schneider found that the rate of absorption of hydrogen at 
different teinj). can be represented by the slopes of the curves in Fig. 321, where 



Fra. 321.-- Tlio Kate of Absorp- Fia. 322.- The Hate of Absorp- 

tion of HyOro^oii by Iron. lion of Hydrogen by Ca.st Iron. 

the vol. of the gas is exj)ressed in e.c. at n.]). d ])er lOH grins, of metal. K. Iwase’s 
results for solid and liquid ca^t iron are summarized in Fig. 322. G. Tammann and 
d. Schneider found that the velocity of absorption of liydrogeu is greater, the larger 
is the number of icositetraluslral planes in the surface layer. The number of such 
planes decreases after heating the metal to a higher teni])., and the rate of af)<or])tion 
shows a corresponding diminution. Observations on the rate of absorjitioii were 
also made by G. Tammann and F. Laass. 

A. Sieyerts found that at a constant temp., the solubility, N, of hvdrogen in 
iron is directly proportional to the pressvre, p, of the gas, so that S ^ kpK 
G. Borelius and F. Gunneson added that this rule applies to iron, but, according 
to G. Borelius, not to steel. A. Sieverts found that with press, below 1(X) mm., the 
solubility of hydrogen in iron decreases more rapidly witli falling ])reshure^ than 
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corresponds with this relation. G. Tammann studied the efEect of cold-work on 
the absorption of hydrogen ; and H. Jellinek, the effect of the press, of the gas on 
the electrical resistance of the metal. 

According to W. H. Johnson, and 0. Reynolds, when pieces of iron or steel 
are immersed in sulphuric or hydrochloric acid, washed, and dried, there is an 
increase in weight of 0*0005 to 0*06 per cent, owing to the saturation of the metal 
with nascent hydrogen. On prolonged exposure to air, or more rapidly on heating, 
the hydrogen is evolved, and the metal regains its original physical properties. 
A. Ledebur found that the iron may ab^wb twenty times its vol. of hydrogen 
when placed in dil. sulphuric acid; and that cast iron behaves in a similar way. 
According to J. H. Andrew, the intercrystalline, amorphous cement between the 
ferrite crystals plays a part in conveying the gas into the interior of the solid metal. 
Thus, when a piece of wrought iron is immersed for some time in a sat. soln. of 
sodium hydroxide at 100°, the mass becomes brittle because the gas is absorbed more 
rapidly in the amorphous intercrystalline layers than by the crystals themselves, 
and the expansion of these layers forces the crystals apart and weakens their 
cohesion. After remaining longer in the soln. of sodium hydroxide, the iron loses 
its brittleness, because the hydrogen gradually diffuses into the crystals from the 
intercrystalline cement. Electrolytic iron, being already sat. with hydrogen, 
is unaffected by sodium hydroxide. M. Thoma said that iron is readily super¬ 
saturated with hydrogen when it comes in conta(‘t with nascent hydrogen either 
in the voltameter or that which is being generated on its own surface by the action 
of an acid. From the surface of the supersaturated iron, hydrogen is again 
spontaneously liberated, and the amount obtained is proportional to the e.xtent 
of surface. J. H. Meidinger, and R. Leiiz noticed that electrolytic iron may be 
contaminated with occluded hydrogen, and that at 100°, about a tenth of the total 
amount of occluded hydrogen is expelled, about two-thirds is given off at a dull 
red-heat, and only at 1000° is the metal freed from the gas. F. Haber discussed this 
question. R. Lenz found that when electrolytic iron is heated in a porcelain tube, 
the total amount of gas evolved varies from 20 to 96 vol. per cent, of gas per vol. 
of iron. The gas given off at 600° contained 58*5 vol. per cent, of hydrogen , 18*8, 
N : 11*3, CO ; 10-1, CO 2 ; and 1*3, HoO ; whilst that evolved at a bright red-heat 
contained 43*2, H ; 8*9, N ; 22*7, CO f 17*8, COg ; and 7*4, H^O. It was thought 
that the steam and carbon monoxide were formed by the reaction between iron, 
carbon dioxide, and hydrogen. Observations were also made by L. Guillet, 
R. Hugues, H. O. von Samson-Hiinrnelstjerna, A. Thiel and W. Hammerschmidt, 
M. Thoma, and R. A. Hadfield- mde Table XLVIIl. F. Winteler gave, for deposits 
of electrolytic iron 0*08 mm. and 0*14 mm. iii thickness, per 1 vol. of iron : 

Hg Nj <0 < (>2 HoO-N.iimur Total 

0-08 inni. . 15?) ITr] 12 ’7 " 97-7 vol. por rent. 

014 mm. . 00 :{ r> (> 2&1 4-3 3 0 21-2 „ 

The presence of hydrogen in electrodeposited iron, in amounts x.irving from 
0*0(176 to 0*0262 per cent., was observed by S. Maximowitsch, C. F. Burgess and 
C. Hambuechen, W. M. Hicks and L. T. O’Shea, and A. Skrabal. The relations 
between the current density, coiH'entration, acidity, and tenij), of the soln. of ferrous 
sulphate on the proportion of occluded hydrogen, were studied by F. Forster, 
G. Coffetti and F. Forster, and W. A. MacFadyen. According to H. Lee, the 
hydrogen-content decreases with the duration of the electrolysis, with decreasing 
current density, with increasing acidity of bath, and with decreasing cone, of iron 
in the soln. The results of H. Lee are summarized in Fig. 324 for layers of iron of 
different thickness. According to R. Kremann and H. Breyrnesser, the hydrogen 
and iron are simultaneously liberated at the cathode, and the liberation of hydrogen 
can be prevented if the electrolysis be carried out under a high press, of hydrogen. 
Iron deposited under 20 atm. press, of hydrogen were composed of larger crystals 
than when deposited under 1 atm. press, of hydrogen. The metal obtained at the 
higher press, contained less occluded hydrogen, and it was also softer, and less brittle. 
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G. Borelius found that for iron, but not steel, the cone, of the occluded h'^diogeu 
is proportional to the sq. root of the current density. The press, eq. of the curreut 
density for a 2 per cent. soln. of sodium hydroxide at an ampere per sq. cm. is 
17,000 atm. 

T. W. and W. T. Richards observed that a magnetic field has no jierceptible 
influence on the electrode potential of iron, but with iron having occluded hydrogen, 
the potential is definitely lowered; the change is roughly proportional to the strength 
of the magnetic field. With a given magnetic field, the decrease in the overvoltage 
is approximately proportional to the overvoltage itself, amounting, with a strong 
magnetic field, to about 5 per cent, of the value of the overvoltage. It is assumed 
that the magnetic held affects the potential not because of any change in the 
affinity between hydrogen and iron, but because of some change in the texture of the 
occluding metal due to magneto-striction. For the effect of the adsorbed hydrogen 
on the magnetic properties of iron, vide supra, the magnetic properties of iron. 
J. A. Kendall discussed the formation of a cell with one plate of iron through which 
hydrogen is passing. 



Qrms.fe Qrms Fe 


Kig. 323. —The Effoit of Fig. 324.- The Effect of 
Temix'rat lire on Occ luded Current Density on Oe- 
Hydrogen. eluded Hydrogen. 



Fig. 325.- -The Effect of 
Acidity on Occluded Hy¬ 
drogen. 


T. Graham discussed the nature of the OCCluded hydrogen in jialladium, and he 
regarded it as a special form of hydrogen which he called hydrwjenium - 1. 7, 6. 
The occluded iivdrogen is specially active chemically, and W. Ramsay attributed 
this activity to the presence of hydrogen in the monatomic condition. This 
inference is in harmony with the observations of T. W. Richards and G. E. Behr, 
T. W. and W. T. Richards, E. G. Mahin, S. Satoh, A. F. Penton and T. A. White, 
T. Franzini, T. S. Fuller, M. Thoina, G. Charpy and S. Bonnerot, W. H. Johnson, 
(). Reynolds, A. Coehn, and A. Winkelmann vide supra. 0. Faust's experiments 
on the chemistry of the iron electrode sujiport this view ; like T. W. Richards and 
G. E. Behr vide supra it was found that the electrode potential of spongy iron 
with occluded hydrogen is 0*39 volt, and without the hydrogen, ()-44 volt. 
A. Sieverts observed that for the occluded gas, vp^ is constant; and for gaseous 
phase, vp is a constant. From the partition law, it follows that the hydrogen is 
occluded in the form of monatomic molecules. At very low temp., N. J. Nikitin's 
observations agree with the assumption that the adsorbed hydrogen is in the 
niolecular state. A. Villachon and G. Ghaudron believed that in liquid iron some 
liydrogen is present as a hydride ; and W. Fraiikeiiburger and K. Mayrhofer found 
that when iron vapour condenses in an atm. of hydrogen, the film has Fe : H 
approximately as 1 : 2 vide infra for the hydrides. F. Duran and V. H. Tecken- 
trup considered the ab.sorption of hydrogen is a case of pure adsorption ; L. Guillet 
and co-workers thought that a hydride is formed at the higher temp., and it di.ssoeiates 
below 250°. 

The permeability of iron to hydrogen was observed by H. St. C. Deville and 
L. Troost, who found that the metal is permeable to ordinary hydrogen when it is 
heated to redness ; and this fact was confirmed by T. Graham. L. Gailletet found 
that nascent hydrogen could pass through an iron vessel immersed in sulphuric 
Hcid at ordinary temp. II. M. Ryder's observations on the effect of temp, on 
the permeability of soft steel, and those of V. Lombard on electrolytic iron, are 
summarized in Fig. 326, and V. Lombardi observations on the effect of press, on 
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the permeability of electrolytic iron are summarized in Fig. 327. M. Bodenstein, 
and M. Knobel and R. B. Norton expressed the rate of penetration of iron by 
hydrogen, Z>, as a function of the overvoltage, E, The subject was discussed by 
T. S. Fuller. E. Piwowarsky and H. Esser attributed the permeability of cast 
iron for gases to the presence of macroscopic flaws. B. Beer studied the subject. 
A. Winkelrnann used an iron tube, closed below, as cathode in the electrolysis of 
a soln. of sodium hydroxide. The rate of diffusion of hydrogen formed on the 
exterior of the tube, into the interior, was found to be independent of the press, 
between 0 and 890 mm. of mercury. The rate of diffusion is not affected by reducing 
the external press, from 1 to 1’5 atm. It was accordingly 
inferred that the actual press, of the hydrogen on the 
outside of the iron tube is not of the same order as the 
internal press, and is not less than 58 atm. The independ¬ 
ence of the internal press, agrees with the assumption 
that it is ionic or atomic, and not ordinary molecular 
hydrogen that is concerned in the process of diffusion. 
At a constant temp., the rate of diffusion increases more 
slowly than the current strength, and it is approximately 
proportional to the {)otential difference. The increase in 
the rate of diffusion, 8, with temp., d°, was rapid, and 
approximated to8 —8q( 1-|-0*04556) for a constant current, 
or to 8=8 q( 1+0-0561 d) for a constant potential differ¬ 
ence. G. Charpy and S. Bonnerot noted that the hydro¬ 
gen as it diffuses through iron or steel at ordinary temp, 
acquires a special chemical activity. They showed that no diffusion occurs in 
steel tubes at ordinary atm. press, below 325®; the osmosis is perceptible at 
350°; and it increases about 40-fold when the temp, is raised to 850°. The 
diffusion of gases in metals was studied by D. Alexejeff and L. Savinina, 
M. Bodenstein, A. H. W. Aten and P. C. Blokker, 0. W. Richardson and co-workers, 
G. C. Schmidt and T. Liicke, C. A. Edwards, and by 6. Borelius and F. Gunneson. 
W. E. Deming represented the rate of diffusion of hydrogen through iron by 
d(p^l^)/dl~^klc where p denotes the press, of the gas, and c the amount 
absorbed per unit vol. under unit press. For the steady state, the amount, dm, 
of hydrogen diffusing through an area, a, of thickness, dx, with press., p, and p-\-dp, 
in the time, dt, is : dm-~ka Ap^^^dt, A. Jaqucrod and 
S. Gagnebin observed that the rate of diffusion of hydrogen 
in iron increases suddenly at about 200°, and other dis¬ 
continuities occur at the Curie point, aiul at about 900°, 
when ^-iron changes into y-iron. A. H. W. Aten and 
M. Zieren, and T. S. Fuller di.scussed the penetration of 
iron by cathodic, nascent, or atomic hydrogen, and em¬ 
phasized the difference between the ])ehaviour of this 
form of hydrogen and ordinary gaseous hydrogen. 
A. Cochn considered that the experiments on the rate of 
diffusion of hydrogen in iron support tlie view that the 
absorbed hydrogen is in the form of electrons and 
protons. E. G. Mahin inferred that the hydrogen occluded 
by iron which has ])ecn pickled in acid diffuses in the 
metal in the atomic condition, and is li])eratcd at the surface as molecular 
hydrogen. 

N. B. Pilling observed that the evolution of occluded hydrogen from electrolytic 
hydrogen begins at about 100°, and attains a maximum at about 200° ; H. Esser, 
J. Cournot, and C. F. Burgess and 0, P. Watts, that the complete expiil ''ion of the 
gas occurs above the 03-point, —950° to 1050° ; and 0. W. Storey, that after heating 
to 910 to 1000 , electrolytic iron has the structure of ordinary iron ; at 5(K)° to 600° 
hydrogen is giv’en off, but no change in structure is perceptible. B. (Jazaud and 
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Fig. 326.--The Effect of 
Temperature on the 
Hydrogen Permea¬ 
bility of Iron. 
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B. Hugues noted that there are discontinuities in the rate of evolution of the hydro¬ 
gen attended by changes in the mechanical and magnetic properties of the metal; 

G. Borelius and F. Gunneson, that the variation in the rate of removal of occluded 
hydrogen and nitrogen from iron at different temp, shows a number of irregularities ; 
and G. Tammann, and R. Hugues attributed some of the irregularities to the possible 
presence of hydrides. According to G. Belloc, the evolution of the occluded gas, 
when the metal is heated, is connected with the critical points of iron, and it may 
be divided into three stages : (i) the evolution begins at a variable, ill-defined'temp, 
between 150° and 400° ; the velocity, or dvidl-cnvve (where v denotes volume), 
has a small minimum at 200°, and a small maximum at 300°, but the evolution of 
gas in the region of a-iron is very small, and tends to increase with temp, 
(ii) Between 500° and (> 00 °, the dvldt-cmve exhibits a large maximum at the transi¬ 
tion point of a- into ^-iron, and then falls off to a minimum approaching zero at 
the end of the conversion. The transformation of cementation-car])on into temper- 
carbon has no marked influence on the result, (iii) The evolution of gas begins 
again with the transformation of jS- into y-iron, and after passing through a 
maximum, increases with temp. The gas first given off is nearly all carbon dioxide, 
and at about 550°, it disappears, and nitrogen makes its appearance and persists 
at all higher temp, ; l)iit the amount is small, not rising above the mean value of 
10 per cent. Above 400°, carbon monoxide and liydrogen are alone evolved in 
proportions which may alter suddenly with temp. According to O. Boudouard, 
the results of heating iron in its various forms in vacuo at 1100 °, with fifteen days* 
exposure to air between consecutive treatments, show that it is very difficult to 
extract the gases contained in iron and steel. Even after the third ignition at 
1 1(X)°, the amount of gas retained by filings was 0*5 of the total vol., and 20 per cent, 
with sheet-iron and bar-iron. According to F. C. G. Miiller, the gases sometimes 
regarded as occluded by iron arc really mechanically held in the pores, for they are 
liberated on boring, and only a little additional gas is obtained when the lioriiigs are 
lieatell to redness in vacuo. The subject was also discussed by A. Poiireel, J. Parry 
and H. A. Brustlein, as well as by G. Alleraan and C. J. Darlington, A. H. Allen, 
E. Ameen and H. Willners, G. W. Austin, T. Baker, L. Baradue-Muller, M. Barre, 

H. Bessemer, P. H. Brace and N. A. Ziegler, H. Braune, L. Cailletet, J. R. Cain, 
J. R. Cain and E. Pettijohn, 11. (’assel and T. Erdey-Gruz, G. Charpy and S. Bon- 
nerot, J. W. Donaldson, A. Friedmann, P. Goerens, P. Goereiis and J. Paquet, 
E. Goutal, G. Hailstone, W. Herwig, \V. Hessenbruch, W. Hessenbruch and P. Ober- 
hoffer, P. Hird, L. Jordan and J. R. Eckinan, E. Kahrs, 0. von Keil, 8 . Kern, 
P. A. Klinger, W. Kiisl, J. AV. Langley, A. Ledebiir, E. Liebreich, E. von Maltitz, 

E. Maurer, K. Munker, P. Oberhoffer and co-workers, A. 8 . de Osa, J. Paquet, 
N. Parravano and A. 8 cortecci, E. Piwowarsky, T. C. Poiilter and Ij. Uffelman, 

F. Rapatz, P. Kegnard, A. Riihfiiss, H. M. Ryiler, 0. Seth, J. E. Stead, J. E. Stead 
and S. Pattinson, G. Tammann, L. Troost and P. Hautefeuille, A. E. Tucker, 
IJ. le Verrier, A. Villachon and G. Chaudron, A. Vita, W. H. Walker and 
W. A. Patrick, H. Wedding, and A. Wiister and E. Piwowarsky. According to 
E. Ameen and H. Willners, the gases : CO, (T) 2 , H 2 , N 2 , CH4, and H 2 O are 
dissolved by liquid steel, and when the steel hardens, these gases can react. 
The relation CO 2 : CO is taken as a measure of the oxidation of the steel 
at a given temp. The CH 4 and HoO content is a measure ot the dissolved 
quantities of CO, CO 2 , and H 2 . Nitrogen is found chiefly in steels from the 
converter. 

R. Hugues studied the rates of removal of hydrogen from about 20 c.c. of 
electrolytic iron, and L. Guillet and A. Roux, the vol. of gas removed from 
electrolytic iron at different temp. G. Hagg discussed the mol. vol. E. Heyn 
observed that the adsorption of hydrogen produces no perceptible effect on the 
uiicrostructure, although it embrittles the metal. When cast iron is heated at 
730° to 1000° in contact with hydrogen and then chilled, it becomes considerably 
niore brittle than when similarly heated in air and chilled. If, however, the 
VOL. xm. X 
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, • to cool slowly in hydrogen, it remains tough, and at temp, below 

metal is allowed to c Effected by hydrogen. A cast iron containing o-37 

730" i« PfP«f’^ZZLZtb.ve « o« ccnUm^ JJ 

per cent, of ca^on wa ^ heating the metal in nitrogen at a red-heat, 

0-05 of carbon 0 J hydrogen is destroyed. In the case of iron contain- 
iZ"ve%nttlfLlhon. the brittleness if partly reinoved 

or even by long exposure to the air at the ordinary temp., and is completely destroyed 
by heating at 200° to 250°. Iron containing more carbon retains its properties 
much more obstinately. A superficial layer after treatment with hydrogen was 
found to show a greater flexibility, hence the hydrogen must penetrate below the 
surface. The density of the metal is not affected by the treatment with hydrogen. 
D. Alexejeff and M. Polukaroff studied the effect of hydrogen on the tensile 
properties of electrolytic iron. The results of A. Ledebur exposing wires of the metal 
to thp notion of acids are indicated in Table XLVIII. According to L. B. Pfeil, 


Tablf XLVTTT —The Effect of Occluded Hydrogen on the Mechanical 

Properties of Iron. 


Metal 

Tenaclt> 
i>^r sq. in ) 

KlonRutiun 
(l)cr (‘cnt ) 

Number of times 
metal could be bent 


Normal 

Hydro- 

Normal 

Hydro. 

gpni/.e<l 

Normal 

Hydro¬ 

genized 

. Uncleaned wires in 1 per 
cent. H 2 SO 4 , for 24 hrs. 
examined after 3 days . 

54*54 

54*60 

3*5 

2*8 

10*2 

8*0 

, ('leaned wires immersed 
23 hrs. in 2-5 per cent. 
H 2 SO 4 , and examined 
immediately 

54 09 

50*(M) 

3-4 

2-7 

7*4 

3*0 

Wires connected with a 
block of zinc and im¬ 
mersed 3 hrs. in 2-5 per 
cent. H 2 SO 4 , and ex¬ 
amined immediately 

52-70 

52*19 

2*0 

2 2 

10-0 

3*9 

Wires treated as in 3, but 
examined 4 days later . 

51 11 

51*17 

3*0 

2*2 

10*1 

7*2 

Wires treated as in 3, but 
heated to cherry redness 
for 15 mins, in an inert 
atm. .... 

27 24 

28*51 

17*9 

10-9 

10-2 

1 14*6 


occluded hydrogen has a remarkable weakening effect on the intercrystalline 
boundary of iron- -vide supra, liydrogenized iron. This applies not only to the 
boundaries between very large crystals, but also to the boundaries between 
the very minute crystals of which ordinary iron consists. The strength of the 
boundary between two single crystals has been shown to be about 8^ tons per 
sq. in., and of the boundary between very small crystals about 17 tons per 
sq. in. It is probable that this marked difference is due, not to any real variation 
in the strength per unit area, but to the difference in the ratio between the actual 
area of fracture and the cross-sectional area of the test-piece in the two cases. This 
ratio is much greater in the case of the aggregate than it is in the case of the two 
large crystals. In addition to its effect on the boundaries, hydrogen decreases the 
cohesion across the cubic cleavage planes, a pull of 5 tons per sq. in. applied at right- 
angles to the cleavage plane being sufficient to cause separation. Occluded hydrogen 
does not prevent deformation by slipping on the icositetrahedral planes of the iron 
crystal. Judging from the behaviour of the single crystals during these tests, it 
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seems improbable that the hydrogen has even any important effect on the resistance 
to movement along the slip planes. The effect of hydrogen on the finely crystalline 
iron is ve/y much less marked at temperatures a little above room temperature. 
Under these conditions the crystal boundaries are not so greatly weakened. 
Fracture takes place mainly through the crystals after they have been drawn down by 
slipping, but the point at which fracture occurs is determined by cracks which form 
as a result of a limited cleavage and intercrystalline failure. The cracks probably 
originate in those crystals so set at the surface of the test-piece as to present a 
cleavage plane at right-angles to the stress, these being particularly liable to fracture 
at low stresses. The minute notches so produced lead to large cracks which, decreas¬ 
ing the effective cross-section of the test-piece, cause a low value to be recorded for 
tensile strength. F. 0. Lea observed that nascent hydrogen liberated at a cathode 
penetrates the crystal boundaries of mild steel, nickel, and stainless steel with 15 per 
cent. Cr, and 10 per cent. Ni. The penetration does not affect the tensile strength 
of these materials, but it lowers considerably the elongation of specimens of mild 
steel. The transverse cracks which develop indicate that the tearing of crystals 
apart at their boundaries occurs at fractures. The hydrogen interferes with the 
slip that takes place on certain crystal planes and which, under ordinary 9 ondition 8 , 
continues apparently across the crystal boundaries. Hydrogen escapes quickly 
after the current ceases, even at ordinary temperatures, and after heating at 100° 
the properties of the material are restored. Hydrogen in the cathode does not 
diminish the resistance to impact of mild steel and its effect on repeated stress seems 
of itself unimportant. The fractures under repeated stresses, however, show that 
the penetration of hydrogen has an important bearing upon the nature and form of 
fracture of a plastic material, which under repeated torsional stress, fails in a 
manner similar to quenched and tempered materials. Consequently the presence 
of the hydrogen at the crystal boundaries does not increase the concentration of 
stress in the repeated streis experiments, nor in the impact tests, but affects the 
continuity of slip and causes a crack to occur as in the quenched and tempered 
materials, and suggests that in all such materials the failure is at the boundaries, 
while the failure of plastic materials occurs by cracking within the crystal. Observa¬ 
tions on the subject were made by J. H. Andrew, H. il H. Carpenter and C. F. Elam, 
J. (loiilson, C. A. Edwards and co-workers, C. F. Elam, T. S. Fuller, L. Jacqiie, 
S. C. Langdon and M. A. Grossman, P. Longmuir, F. Osmond and G. Cartaud, 
S. W. Parr, W. Rosenhain and D. Ewen, 0. P. Watts and C. T. Fleckenstein, 
M. Majima, V. S. Meskin and Y. M. Margolin, M. Okochi, R. Hugues, L. Guillet 
and J. Cournot, B. Bogitch, and M. Guichard and co-workers. 

According to W. C. Roberts-Austen, the heating curve of iron charged with 
occluded hydrogen shows breaks at 261° and 487°, and these breaks do not appear 
if the metal has been previously heated in vacuo. G. Borelius and F. Gunneson 
observed a number of irregularities in the thermoelectric force at approximately 
—5°, 150°, 220°, 300°, 460°, 530°, and 600°. There is also a marked increase in the 
absorption of hydrogen at the Curie point, 760°. It is thought that the phenomena 
may be due either to unknown modifications of iron, or to the existence of solid 
hydrides. G. Sirovich stated that there is an abrupt change in the rate of expansion 
of iron, and low-carbon steels at 370° ; and he inferred that this represents a trans¬ 
formation point in addition to the usually-recognized critical points. H. S. Rawdon 
and co-workers also observed this irregularity, but said that it is not due to a poly¬ 
morphic transformation, because the break in the curve is too irregular with different 
samples. The phenomenon is attributed to “ some condition resulting from the 
presence of iron oxide in the iron " ; and it may be due to the recrystallization of 
very fine grained metal resulting from the reduction of iron oxide by hydrogen at 
this low temp. N. B. Pilling noted the effect of hydrogen on the hardness of iron ; 
ft- S. Williams and V. 0. Homerberg, on the ductility; and E. A. Harding and 

P. Smith, on the changes in length and the electrical resistance. R. Niibel 
discussed the thermal energy of hydrogenized iron. E. Rupp studied the optical 
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|)roj)ertie.s i)f iron with u film of adsorbed hydrogen. A. Sievorts observed that the 
dissolution of hydrogen between 20^^ and 920° had no perceptible influence on the 
electrical resistance ; but H. Kleine found that the resistance increased when the 
metal contained occluded gas. H. Gries and H. Esser examined the effect of 
occluded hydrogen on the magnetic properties of the metal. 

G. Charpy and S. Bonnerot found that when iron at 600^ to 900° is exposed for 
a long time to a current of hydrogen, no gas is absorbed but the physical properties 
of the metal are modified, it being softened by prolonged diffusion of the gas, which 
exercises a reducing action, removing sucli constituents as sulphur, ])hosphorus, 
and carbon in tlie form of their hydrhles, the desulphurization being particularly 
rapid. Th(‘ iron thus undergoes a process of ])urification by the passage of the 
hydrogen, and this juay possibly explain certain of the anomalies in the metallurgy of 
iron and steel, when hydrogen is fortned by the contact of water vapour with the hot 
metal. Observations on this subject were made by A. Johansson and R. von Seth, 
1 j. Jordan and F. E. Swindells, G. W. Austin, A. Berard, F. Schmitz, F. Wiist and 


Geiger, F. Wiist and E. Siidhoff, G. Charpy, J, V. Emmons, JI. S. Rawdon and 
co-workers, H. le Chatelier, J. H. Whiteley, E. J). Campbell and co-workers, 
0. E. Harder and co-wo;kers, F. C. Langenberg and H. M. Boylston, V. Lombard, 
R. Schenck, and L. Forquignon. P. J). Merica noted the injurious effect of 
ali.^orhed gases on the magnetic properties of iron {q.v.). 

R. Schenck, and A. Johansson and R. von Seth represented the decarbwimtion 
of iron by hydrogen by the reliction Fej(H^H2F^3Fe-f^CH4 at 750'. The assump¬ 
tion IS made that the carburization is effected by 



methane, but possibly other hydrocarbons are also 
concerned in the reactions. Fig. 328 re])resents 
(jualitatively the equilibrium curves between car¬ 
burized iron and hydrogen, when the dotted line 
represents the equilibrium conditions for the reaction 
C I 211 2 ' The ferrite-austenite line ends at a 

fixed point corresponding with 0 jier cent, methane, 
and at the temp, of the A 3 -arrest for iron alone. 
The intersection points of the curves are dependent 
only on the carbon press, of the different solid jihases 
discussed in connection with the decarburization of 
cast iron. Small methane percentages at 900° to 


• 1000° prevent the decarburization of hydrogen. 

Fio. Kquilibrium Con- It. Schenck found the intersection point between the 

Hitioiis carbon, hydrogen, and methane equilibrium curve 

4- ferrite-austenite line to be 720°. The re¬ 


lation between the percentage of carbon and the time of heating in the decarburiza¬ 
tion of steel by hydrogen at 1050° is shown in Fig. 329. G. W. Austin found that 
decarburization by dry hydrogen is much slower than by moist hydrogen. The 


subject was studied by J. Ciochina -vide supra, 0. Schmidt, 
^ A. Korczynsky, R. Hocart, A. E. Mitchell and A. L. Marshall, 

/ rr |- and F. H. Constable. A. S. Ginsberg and A. P. Ivanoff, 

^ 0‘75 \ , j I und 0. Schmidt studied iron as a catalyst in the hydro- 

^ 1 ^ g^nation of various compounds; H. Remy and H. Gon- 

^ 0 — ningen, the 2 H 2 +O 2 reaction; A. Quartaroli, the reducing 

0 8 16 3? ^0 action of the iron-copper couple; K. F. Bonhoeffer showed 

Hours correspondence between the adsorption of hydrogen and 

Fio. Tlie Do- catalytic activity; and G. B. Kistiakowsky, the ionization 

bv potential of hydrogen adsorbed on iron. According to 

E. D. Campbell, the best temp, for the elimination of im- 
jiurities by exposure to hydrogen is 950° to 1000°; a gas containing a small pro¬ 
portion of w^ater-vapour is most efficient. The decarburization occupies on 
average four or five days. For example : 



IRON 3i)9 



I'er cent. 

rarboii 

IVr mil. 

i^ulpliiir 

Treatiiient 

Before 

After 

lie fore 

After 

4 days . 

. 0094 

0-076 

0025 

0*017 

5 days . 

. 0-354 

0-017 

0-026 

OOU 

8 days . 

1-184 

0-005 

0-018 

0*006 

12 days . 

1-150 

0-133 

0*023 

0*026 


1\ ThoniHon .sugjreHted that an iron hydride, or rather a ji rrureUetl hffdwijcn 
(jati, mixed with much hydrogen, is formed when iron in dissolved in dil. sulplmric 
acid. It was supposed that the ferruretted hydrogen was not reni()\e(l from the 
gas by passing through four wasli-bottles containing potash-lyt*, and a tube tilhal 
with asbestos. A. Dupasquier gave a long description of the sii])posed gas, but 
C\ K. Fresenius and J. Schlossberger showed that the alleged pr()])erties of ferruretted 
hydrogen corresponded with those of hydrogen contaminated with hydrogen 
phosphide and sulphide, when no iron is present. Hence, the existence of ferrurettf‘d 
hydrogen is not established. H. Keinsch believed in the existence of sucli a gas ; 
but E. Erlenmeyer, and C. A. Cameron could find no evidence to su])port the 
hypothesis. J. A. Wanklyn and L. Carius suggested that when ferrous iodide is 
treated with zinc ethyl, a ferrous dihydride, FeH 2 , is formed : FeL4 Zn(C 2 H 5)2 
-Znl2+FeH2+2(^2^4j l^he evidence is not at all satisfactory. The alleged 
hydride may be iron with occluded hydrogen ; A. Villachon and 0. Chaudron were 
of the opinion that a hydride is possibly formed in liquid iron ; W. Frankenbiirger 
and K. Mayrhofer, wlien iron vapour is condensed in an atm. of hydrogen ; and 
(h Borelius and F. Gunneson, when hydrogen is occluded by iron. T. Weichselfelder 
and B. Thiede observed that when ferrous chloride is treated witli an ethereal 
soln. of magnesium phenyl bromide, a black powder of iron dihydride, Fell^, is 
formed ; and if ferric chloride be employed, iron hexabydride, FeH^.,, appears as 
a black, viscid oil. E. Piwowarsky observed no evidence of the existence of hydrides 
in hydrogenized iron ; L. (luillet and co-workers thought that one is fornieil stal)le 
above 25(C. 

The effect of air and oxygen on iron is discussed elsewhere in connection with 
the corrosion and tarnishing of iron ; with the reduction and formation of the various 
oxides of iron : and with the ])roduction of iron. In 1782, S. Rinman r(q)orted 
that dry air does not corrode iron, but moist air does; and a few years later, 
W. Higgins stated that iron does not rust in dry oxygen, and explained the pheno¬ 
menon by assuming that 

It is the oxygen of tlie water which uniU^s to the iron, wliih' tlje oxygon ot the gns is 
lonclensecl by the liberatcnl liyclrogen in the naaeent state, so as to re])r()<kiee water. This 
is effoeted by a doubh' infiueneo wdiieh is so obvious as not to require an (‘xplanation. 

P. A. von Bonsdorff made a similar observation -vide it}fra ; S. V, Evans also 
noted that air dried by sulphuric acid did not corrode iron in a month under condi¬ 
tions where moist air corroded the metal; and E. Schroder and G. Tammann, 
and W. K. Dunstan and co-workers observed that iron showed no signs of change 
when kept for 3 months in dry oxygen at 34'' ; R. Ruer and .1. Ivuschmann 
observed that finely-divided iron, reduced by hydrogen from the oxide at 750 
does not absorb air, but there is a slight oxidation on exposure to dry air, for 
10() grms. of iron increased 30 ingrms. in weight. Iron filings also oxidized slightly 
in dry air. G. Tammann estimated that at IS'', dry oxygen would produce a visible 
film on iron in 25 X 10^7 years. 

W. Hardy and M. Nottage found that a polished steel cylinder placed on a 
steel plate remained at a distance of above the plate in ch‘an dry air. Pressure 
applied to the top cylinder made the two surfaces approach more closely, but on 
removing the pressure, the air film returned to 4fi. This thickness lemained 
constant for glass lo glass and steel to steel. The subject was .studied by 

H. Bastow^ and F. P. Bowden, and H. E. Watson and*A. S. Menon. 

P. Gladky found from 0*021 to 0*974 per cent, of oxygen eijuivaleiit to 0*23 to 
t)*33 per cent, of ferrous oxide in various samples of iron and steel - vide infra, 



310 


INORGANIC AND THEORETICAL CHEMISTRY 


ferrosic oxide, the corrosion of iron, and ferrous oxide. J. A. Pickard, A. Ledebur, 
A. H. Allen, A. K. Silin, J. E. Stead, L. Romanoff, M. A. Grossmann, J. Cournot 
and L. Halm, and S. Kern discussed the oxygen-content of iron and steel; and 
H. W. Gillet, the action of oxygen on the iron-carbon system. The oxygen* 
content of iron and steel is indicated in Table XLVII; the binary system iron- 
oxygen has been discussed by F. Schonert, F. Czopiwsky and S. Orzechowsky, 
and others in connection with ferrous oxide; and the ternary system Fe-O-H, and 
j'e-O-C, by H. Nishimara— vide su'pra, the blast-furnace reaction. W. R. Shimer 
and F. 0. Kichline found a maximum of 0*074 per cent, oxygen in Bessemer steel 
when cooled quickly after a long after-blow. Oxygen leaves a bath of molten 
steel in a few minutes, so that few steels have much more than 0*03 per cent, 
oxygen. W. Austin found that the product obtained by melting a mixture of 
iron and iron oxide had 0*288 per cent, oxygen. F. Schnlitz found 0*113 per cent, 
oxygen in Thomas-Gilchrist steel. E. A. Harding and D. P. Smith noted the 
occlusion of oxygen by iron electrodes. 

F. Durau and C. H. Teckentrup showed that the absorption of oxygen by 
electrolytic iron is a chemical process. A. Ledebur said that 0*1 per cent, of oxygen 

makes iron no longer forgeable, for it is then red- 



Fig. 330.—The Effect of Oxy¬ 
gen on the Mechanical Pro- 
jxjrties of Iron. 


short; and the subject was discussed by F. Hatlanek. 

E. F. Law said that iron and manganese oxides can 
be detected as black spots under a magnification of 
1000. F. R. Eichoff considers it to be doubtful if 
oxygen makes iron red-short, because of the high 
proportion in welded iron. It is assumed that the 
affinity of iron for oxygen, and of carbon for iron, 
increases with a rise of temp., while the affinity of 
carbon for oxygen increases relatively little under 
these conditions. Hence, carbon monoxide is formed 
at a certain temp, during the cooling of the iron, 
while above this temp, the oxygen and carbon are 
dissolved in the iron without acting on one another. 

F. Roll found that the presence of oxygen partly 
favours and partly hinders the decomposition of the 
carbide in cast iron. J. R. Cain, G. F. Comstock, 
H. Diergarten, J. R. Eckman and co-workers, 
W. Eilender and W. Oertel, E. W. Fell, W. Galbraith, 
J. D. Gat, P. Gladky, M. A. Grossmann, E. Gumlich 
and P. Goerens, F. Hatlanek, C. H. Herty and 


J. M. Gaines, H. D. Hibbard, H. Hochstein, A. Holtz, 


H. M. Howe, E. F. Law, 0. Meyer, R. Moldenke, A. Niedenthal, P. Oberhoffer 
and co-workers, H. D. Phillips, F. Rapatz, J. Reschka and co-workers, H. Schenck, 
H. Schiffier, F. Schmitz, W. L. Stork, L. Treinen, A. E. White and J. S. Vanick, 
and J. H. Whitely discussed the presence of unreduced oxides in iron; H. Gries 
and H. Esser, W. Eilender and R. Wasmuth, and J. A. Lanigan, the effect of 
oxygen on the hardness—with 0*030 per cent, of oxygen, Brinell’s hardness was 
70*2, and with 0*141 per cent., 79*6; F. C. Thompson and R. Willows, the production 
of a banded structure in W-worked, hypo-eutectoid steel; and E. W. Fell, 
J. R. Cain, and A. Niedenthal, the red-shortness produced by oxygen in iron. 
A. Wimmer’s observations on the influence of oxygen on the mechanical properties 
of iron are summarized in Fig. 330, where the tensile strength is expressed in 
kilograms per sq. mm. ; and the elongation and reduction of area in percentages. 
W. McA. Johnson made observations on the subject. H. Gries and H. Esser 
examined the effect of oxygen on the magnetic properties of iron. F. W. Liirmann, 

J. V. McCrae and R. L. Dowdell, F. Giolitti, F. C. Moorwood, C. H. Herty 
and co-workers, A. Mcf^ance, C. H. Desch, G. F. Comstock, P., Bardenheuer and 

K. L. Zeyen, L. Persoz, H. M. Boylston, and J. R. Cain investigated various 
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deoxidizing agents for steel— vide aluminium, manganese, silicon, titanium, etc,; 
and E. R. Thews arranged possible deoxidizing agents in the order of their affinity 
for oxygen : Mg, Al, Si, Mn, Zn, P, 8n, and Cd ; and in the order of their capacity 
for oxygen: Si, Al, P, Mg, Mn, Zn, Cd, and Sn. C. H. Herty and co-workers studied 
the deoxidation of steel by aluminium, and found that it proceeds more quickly 
than is the case with silicon— vide aluminium-iron alloys. A. K. Silin studied 
ferromanganese as a deoxidizer ; P. Blum, and C. H. Herty and co-workers, silicon ; 
E. Diepschlag and H. Schurmann, phosphorus; W. Zieler, zirconium; P. Blum, 
and E. Lemaire, calcium ; E. Lemaire, magnesium ; P. Blum, boron ; J. R. Cain, 
manganese, silicon, titanium, and aluminium; C. H. Herty and G. R. Fitterer, 
manganosilicon; J. H. Whitely, hydrogen at 950°; and A. GlazunofE, and 
A. Hiorth, sodium. Vide supra, the growth of iron. 

In the sixteenth century, Paracelsus said that ‘‘ when iron is fused in the furnace, 
it sends forth limpid, clear sparks which rise to a height, and that as soon as these 
appear, unless the iron be at once removed from the fire, it will be burnt up like 
straw,” G. C. Lichtenberg, and J. Ingenhousz found that when iron is heated to 
whiteness in air or oxygen, it bums with vivid sparking, forming ferrosic oxide. 
In air, the combustion soon ceases, but in oxygen, combustion continues if the 
piece of iron be thin, and the high temp, produced may volatilize some of the iron 
which is then oxidized to ferric oxide. According to L. F. Bley, and G. Magnus, 
finely-divided iron suspended from a magnet burns when placed in a flame, and 
when the flame is removed, the ferrosic oxide which remains is also ferromagnetic. 
The early experiments on the combustion of iron were discussed by E. von Lippmann, 
and E. Cohen. S. S. Sakowsky and E. W. Butzker showed that with oxygen under 
a high pressure, iron and steel burn readily and completely, and if once ignited 
propagate a flame with explosive velocity. According to R. Phillips, R. Adams, 
S. Stratingh, and F. d’Arcet, if a bar of iron be heated until it emits sparks—welding- 
point—it will burn even in the air if the blast of the bellows be strongly directed 
upon it, or if it be swung rapidly round—by tying a rod to a piece of cord at one 
end, and heating tlie other end white-hot; when the cord is swung rapidly round, 
a brilliant circle of sparks, resembling fireworks, is produced by the combustion 
of the metal. J. Percy mentions that the old nailmakera availed themselves of 
the combustibility of iron at a high temp, to keep their nails hot during the process 
of forging. “ There is a little blowpipe connected by a tube with a small pair of 
bellows and a jet of air is thrown on the iron when it is becoming too cold, and 
immediately the temp, is much raised.” When a piece of flint is struck by a piece 
of steel, fine particles of the metal are detached by the stone, and brought to such 
a temp, that they fire in air, and ignite tinder. Hence, as found by H. Davy, a 
flint and steel in vacuo gives but very feeble sparks. W. G. Hildorf and 
C. H. McCollain, C. M. Bigger, P. K. von Engelmeyer, G. M. Enos, A. K. West, 
M. Bermann, E. Pitois, and L. Demozay studied the nature of the sparks removed 
by the attrition of different kinds of steel against a grindstone, and proposed that 
the results be used as a test of the nature and quality of steel. According to 
A. Pourcel, the method was suggested in 1804 by J. C. de Manson. M. Fink and 
U. Hofmann observed the oxidation produced by rolling friction in dry air. 
H. P. Walmsley studied the nature of the smoke of aerosol obtained by burning 
iron between electrodes. 

According to H. Moissan and C. Moureu, iron powder, prepared by the reduction 
of ferrous or ferric salts, is chemically more reactive than compact iron ; and the 
powder obtained by reducing the oxide, carbonate, or oxalate in hydrogen at 440° 
is pyrophoric, for it becomes incandescent when exposed to moist air. If the 
pyrophoric iron be kept at 310° to 320° for about 48 hrs., A. Smits and co-workers 
observed that it is no longer pyrophoric, and the change is accompanied by an 
increase in vol. It is said that pyrophoric iron consists of a mixture of different 
kinds of iron molecules which are not in a state of equilibrium. C. G. Fink and 

L. Mantell discussed the pyrophoric qualities of commercial ferrum reductum, 
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of freshly reduced iron. C. Johns said that in growing molten steel, the surface 
remains optically clean for a short time, and the period is longer the higher is 
the temp. The surface is protected from oxidation by a barrage of metal vapour. 
As the temp, falls, the vap. press, is reduced until finally the oxygen penetrates 
to the metal and oxidation begins. 

The attack of iron by oxygen or air was studied by J. Keir, C. Becker, 
J. B. Trommsdorff, F. Bucholz, J. L. Gay Inissac, J. H. Hasseiifratz, N. J. Conte, 
J. B. Guyton de Morveau, N. J. B. Guibourt, M. M. Hall, J. R. Bnknt, K. Inamura, 
J. Zumstein, S. Clegg and J. Farey, L J. Thenard, J. L. Proust, M. Darso, M. Dela- 
ville, J. Cuthbertson, E. Jordis and W. Rosenhaupt, K. Hoffmann, G. Tammann 
and co-worker^, S. Tour, and N. B. Pilling and R. E. Bedworth- vide infra, the 
tarnishing, and scaling of iron. J. V. Emmons, H. Scott, E. H. Schulz and 
P. Niemeyer, and A. Johannson and R. von Seth, the surface decarburization of 
iron when it is heated in air or oxygen ; and H. (\ Greenwood, by heating it in a 
bath of lead dioxide. 

C. Dufraibse and R. Horclois said that the wide distribution of iron in nature 
and in the respiratory pigments of the higher animals makes a study of its catalytic 
activity of importance. Iron is usually but not exclusively a positive catalyst for 
autoxidation. It can act both as an anti-oxygenic and as a pro-oxygenic catalyst. 
Ferrous oxide is anti-oxygenic towards furfural; ferric hydroxide, towards alkaline 
soln. of sodium sulphite ; ferric chloride, for benzaldehyde, and for furfural; ferrous 
iodide, for benzaldehyde and acrolein ; ferric acetylacetonate, for sodium sulphite 
in feebly acidic soln., and for furfural; oxyhtemoglobin carboxylhaemoglobin, 
and methsemoglobin, for furfural; acrolein, and sodium sulphite; a-chloro- 
hanuin, for furfural; jS-chlorohaemin, hfematin, dimethylester of a-chloro- 
haunin, and ^-bromohaimin, for furfural, acrolein, sodium sulphite and ben¬ 
zaldehyde. 

\V. Manchot found that iron reacts with oxygen at a temp, only slightly higher 
than that at which it reacts with ozone. Iron rendered pa8si\nft by immersion in 
nitric acid, or by being used as anode in dil. sulphuric acid, reacts almost instantly 
in the cold with 3 per cent, ozone, whereas active iron shows no such sensitiveness 
towards ozone. 

The rusting of iron in moist air at ordinary temp, has been discussed elsewhere. 
C. Girtanner, in 1788, communicated a paper : Ueber die Aujiosharkeit des Eisens 
in reineui irasser. According to M. M. Hall, N. J. B. Guibourt, E. Ramann, 
S. Birnie, A. Job and R. Reich, and J. A. N. Friend, pyrophoric iron decomposes 
water at ordinary temp., and, according to S. Birnie, some hydrogen is evolved. 
W. van Rijn said that mercury accelerates the reaction with pyrophoric iron. 
J. A. Wanklyn and L. Carius found that iron does not decompose water at 50"" but 
does so at 1()0°, giving off hydrogen; E. Ramann also found that iron decompo.ses 
boiling water ; J. R. Baylis obtained a little hydrogen even at ordinary temp. ; 
and L. T. Alexander and H. G. Byers found that hydrogen is developed from the 
action of water on iron at ordinary temp, when felspar is ground in a steel ball 
mill. S. Micewicz found that at 1()0°, the rate of evolution of hydrogen from 
water on contact with jiowdered iron is diminished in the presence of sodium and 
potassium chlorides, it is slightly increased by calcium chloride, and very much 
increased by magnesium chloride. E. Berl and co-workers found that the attack 
of iron by distilled water increases with the temp, and with the pressure; thus, 
with 10 grms. of powdered iron, during 16 hrs., and at 100 and 200 atra. press., 
the vols. of hydrogen developed were respectively 160 c.c. and 480 c.c.; and the 
percentages of iron in the product were 98*21 and 94*45, and of ferrous oxide, 0*87 
and 5*51, respectively. L. Troost and P. Hautefeuille observed that aluminium, 
if present, accelerates the reaction. Boiling soln. of alkali hydroxides behaved 
similarly. H. V. Regnault observed that iron is decom])osed by steam, and the 
action of steam on iron has l)een discussed in connection with the iron oxides, 
and the reactions in the blast-furnace—vide infra, ferrosic oxide. P. P. Fedoteeff 
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and T. N. Petvenko represented the reaction with steam at 1 () 00 ^ to 1100°, 
Fe-»Fe 0 ->Fe;i 04 , and with mixtures of steam and air, Fe->Fe 0 ->Fe 304 -»Fe 203 . 
The action of steam on iron was also studied by J. A. N. Friend and co-workers, 
A. G. Christie, A. Fry, F. Korber and A. Pomp, F. G. Straub, E. Piwowarsky, 
G. Dessus and co-workers, W. H. Hatfield, J. K. Rummel, W. L. Denman and 

E. Bartow, and R. Kattwinkel. W. Kraus studied the kinetics of the reaction; 
and J. Chipman, the state of equilibriutn in the oxidation of liquid iron by 
steam over the range from 1550° to 1770°. Ferrous oxide is said to be formed, 
and the free energy of the reaction Fe+JO 2 FeO is - 31200—1*0T. K. Murata 
found that the partial press, of hydrogen corresponding with the reaction: 
3Fe f cSHoO^Fe--! 2Fe--1-80H' + 4 H 2 is 566 atm. 

The wearing away of metal plates by the action of steam was examined by 
J. Walter ; A. A. Cary, and F. Wcsthoff studied the corrosion of wrought and 
cast iron by dry steam ; W. (Campbell and J. Glassford, the corrosion of cast 
iron by superheated steam ; T. B. Fuller, the effect of steam on the endurance 
tests ; and C. B. Marson and J. W. Cobb, and H. T. Angus and J. W. Cobb, 
the scaling of steel in atmospheres of steam. J. K. Rummel found that the 
corrosion of steel by superheated steam at press, up to 3450 lbs. per sq. in., 
is negligible up to about 430° ; and in some cases up to 650°. The j)reaence of 
oxygen in the steam favours the attack. The subject was studied by W. H. Hat¬ 
field, G. Dessus and co-workers, 1. N. Hollis, A. A. Cary, A. S. Mann, E. F. Miller, 
R. G. C. Batson, J. A. N. Friend and co-workers, W. (Campbell and J. Glassford, 

F. N. Bushnell, W. Krauss, P. Askenasy, R. G. Edwards, B. Houghton and 
D. C. Weeks, and A. B. Williams and C. W. Welsh. The action of water on iron 
has been studied by G. Schikorr —vide infray the corrosion of iron. The decomposi¬ 
tion of steam by iron powder at about 250° is a convenient and rapid method of 
preparing hydrogen of a high degree of purity. S. S. Bhatnagar and S. L. Bhatia 
studied the rate of evaporation of adsorbed water from iron. J. V. Emmons 
found that steel heated in steam was decarburized more than when heated in 
hydrogen, carbon dioxide, or in air. H. Remy discussed the catalytic activity of 
iron on detonating gas ; 1. Moscicki and. J. Broder, the spheroidal state of water 
on iron; and A. Sellerio, the force necessary to remove brass frozen on to iron 
and other metals by an intermediate film of water. 

L. J. Thenard, and G. T. Moody found that dil. soln. of hydrogen dioxide has no 
visible action on iron, though it is catalytically decomposed by the metal; the 
converse result, by W. R. Dunstan and co-workers, is attributed to the use of impure 
hydrogen dioxide, (^ist iron is rapidly attacked by hydrogen dioxide, and it is 
assumed that the sulphur, and phosphorus which it contains as impurities are 
oxidized by the hydrogen dioxide to form acids. Hydrogen dioxide in alkaline 
soln., say, 0*2A^-Na()H or NH 4 OH, does not attack iron of a high degree of purity, 
although oxygen is set free from the dioxide. Under similar conditions, cast iron 
acquires a thin film of a bronze-coloured oxide. W. R. E. Hodgkinson and 
A. H. Coote, H. Tatu, N. Floresco, R. Kuhn and A. Wassermann, and H. Wieland 
and W. Franke studied the action of hydrogen dioxide on iron, and the last- 
named found that with cone, soln., 0*5 to 5 * 0 iV-H 2 O 2 , there is no perceptible 
action, but with dil. soln. the iron rusts. E. Pietsch and co-workers also observed 
that if the surface of the metal is homogeneous there is no action, but if, by 
incomplete polishing, etc., the surface is heterogeneous, rusting occurs. A. von Kiss 
and E. Lederer studied the catalytic decomposition of hydrogen dioxide in the 
presence of iron-ions. As indicated below, the rate of dissolution of iron in acids 
is hastened if hydrogen dioxide be present. W. L. Dudley observed that when 
iron is treated with fused sodium dioxide, red crystals of Fe 203 .Ho 0 are formed; 
and T. Wallace and A. Fleck observed the attack with a fused mixture of sodium 
hydroxide and dioxide. W. Guertler and T. Liepus observed that iron is attacked 
in less than 8 days by chlorine water, sea-water, sea-water and air, rain-water and 
air, and a soln. of magnesium chloride ; it is attacked in less than 8 hrs. by 10 
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and 60 per cent. soln. of sodium hydroxide; and it is stable for 48 hrs. in an 
alkaline soln. of hydrogen dioxide. Observations on the action of sodium dioxide 
on iron were made by W. G. Mixter, W. H. Hatfield, C. Zenghelis and St. Horsch, 
and E. Leidie and L. Quennessen. J. L. Gay Lussac, and L. J. Thenard found 
that when iron powder is heated with potasirinm peroxide, K 2 O 4 , potassium is 
formed ; and St. Meunier found that when iron is fused with the peroxide, a 
ferrate is formed. 

According to H. Moissan,^ fluorine slowly attacks compact iron at ordinary 
temp.; but when the metal is warmed, it burns with sparks; and at a red-heat, 
the absorption of fluorine is rapid, and much heat is evolved. Powdered iron 
reacts with fluorine below redness with incandescence; and iron reduced by 
hydrogen combines with great energy in the cold. H. Moissan and J. Dewar observed 
that the reaction proceeds quietly at —185° ; and C. A. Crommelin, likewise, at 
—253°. T. Andrews noted that dry chlorine does not attack iron, although the 
moist gas quickly corrodes the metal. A. Lange observed that liquid chlorine when 
dry does not attack compact iron at ordinary temp., and this enables liquid chlorine 
to be preserved in iron reservoirs. Analogous observations were made by A. Fiirth, 
and W. A. Masel, whilst H. Gautier and G. Charpy noted that at ordinary temp, 
liquid chlorine attacks iron very slowly. Iron is readily corroded by moist chlorine 
at ordinary temp. ; P. A. von Bonsdorfl noticed that air containing traces of chlorine 
quickly corrodes the metal. G. Tammann and W. Koster studied the rate of attack 
of iron by chlorine. The corrosion of iron by chlorinated water was examined by 
G. L. Clark and R. B. Iseley, M. L. Hamlin and F. M. Turner, C. G. Gillespie, and 
N. V. Lothian and A. R. Ward. When iron is heated in the dry gas it volatilizes 
and condenses in what H. Davy called “ beautiful minute crystals of extraordinary 
splendour ” ; which J. Davy showed were ferric chloride. According to 0. Ohmann, 
if a small ball of steel-wool be sprinkled with antimony, or, according to R. Bottger, 
with Dutch metal, and then plunged into chlorine, it is ignited at ordinary temj). 
Observations were also made by M. Rosenfeld. G. Tammann and co-workers 
examined the rate of attack of iron by the halogens. W. Guertler and T. Liepus 
found that iron is attacked in less than eight days by chlorine water. H. E. Fierz- 
David discussed iron and iodine as chlorine carriers in the chlorination of benzene 
derivatives. T. Andrews observed that dry bromine, like dry chlorine, does not 
attack iron. J. B. Berthemot found that, as in the case of chlorine, bromine does 
not act on iron in the cold, but when the vapour of bromine is passed over heated 
iron wire or turnings, J. B. Berthemot, A. Scheufelen, and J. von Liebig observed 
that combination, accompanied by a vivid glow, occurs. The reaction was studied 
by H. Gautier and G. Charpy, P. Hofer, L. Mathesius, L. Schneider, F. Wiist and 
N. Kirpach, and A. Fiirth, G. Tammann and W. Koster studied the rate of attack. 
J. Nickles observed that iron is attacked by an ethereal soln. of bromine; 
J. B. Berthemot also observed that iron dissolves in bromine-water ; and P. Berthier 
found that a mass of graphite, iron carbides, etc., remains when cast iron or steel is 
digested with bromine-water. According to L. Carius and J. A. Wanklyn, S. de 
Luca, F. Fischer, L. B. Parsons, I. L. Bell, G. Tammann, C. L. Jackson and 
I. H. Derby, when iron is heated with an excess of iodine, ferrous iodide, not ferric 
iodide, is formed. N. Floresco, B.. L. Meredith and W. G. Christiansen, and 
G. Tammann and W. Koster studied the rate of attack of iron by iodine. 
G. C. Fleury found that iron and iodine, in the presence of water, interact to form 
ferrous iodide. The reaction is supposed to occur in stages first forming ferric 
iodide which decomposes into ferric oxide and hydrogen iodide, and the latter, 
acting on free iron, forms ferrous iodide ; and J. J. Berzelius, and P. Berthier noted 
that a mass of graphite, iron carbides, etc., remains when cast iron or steel is digested 
with iodine-water. V. A. Kistyakovsky and I. V. Krotoff studied the corrosion 
of iron by iodine vapours. L. B. Parsons observed no reaction with iron and iodine 
in the presence of carbon tetrachloride, carbon disulphide, chloroform, quinoline, 
pyridine, heptane, ethyl benzene, and benzene in which ferrous iodide is insoluble. 
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but a slow reaction occurs in alcohol, ether, and acetone in which the ferrous iodide 
is slightly soluble. H. E. Fierz-David observed that iron associated with iodine is 
a powerful catalyst in the chlorination of benzene derivatives. A. Schiikareff, and 
R. G. van Name and co-workers studied the rate of dissolution of iron in an aq. soln. 
of iodine and potassium iodide. J. T. Dunn showed that glycerol retards the 
reaction. W. Engelhardt studied the action of an aq. soln. of iodine on the hydrosol 
of iron. L. B. Parsons found that whilst an alcoholic, ethereal, or acetone soln. 
of iodine reacts with iron, the metal is not perceptibly attacked by soln. of 
iodine in carbon tetrachloride chloroform, carbon disulphide, quinoline, or 
pyridine. 

0. Ruff and H. Krug observed that chlorine trifluoride reacts with iron with 
incandescence. G. Gore observed that reduced iron develops no hydrogen in dry 
liquid hydrogen fluoride at —7° to —18°. According to C. Poulenc, hydrogen 
fluoride slowly attacks reduced iron at a red-heat, forming ferrous fluoride ; a soln. 
of the same salt was obtained by C. W. Scheele, J. J. Berzelius, and O. Ruff and 
E. Ascher by dissolving iron in a soln. of hydrofluoric acid —hydrogen is at the same 
time evolved. G. Gore found that dry, liquid hydrogen chioride does not attack 
iron. F. Durau and C. H. Teckentrup showed that the absorption of hydrogen 
chloride is a chemical process. According to F. Wohler and J. von Liebig, and 
P. Junius, ferrous chloride is formed when hydrogen chloride is passed over red-hot 
iron filings. R. E. Wilson and W. H. Balke, K. A. Hofmann and F. Hartmann, and 
C. Matignon examined the action of hydrogen chloride and oxygen on the metals. 
P. A. von Bonsdorff noticed that air containing traces of hydrogen chloride quickly 
corrodes iron. C. H. Desch, and A. de Waele discussed the action of hydrogen 
chloride in flue gases derived from the combination of coal containing chlorides. 
(J. R. Evans observed that in air containing traces of carbon dioxide and hydrogen 
sulphide, the metal remained “ dry in the ordinary sense of the term ; in hydrogen 
chloride, the specimens lost their lustre, and acquired a whitish-grey, frosted appear¬ 
ance, and they remained “ dry,” but on exposure to damp air, water was absorbed 
and the surface became covered with a damp, brown rust. Hence, so long as 
hydrogen chloride is in excess, ferrous chloride is formed, but on exposure to air, 
this is oxidized to hydrated ferric oxide, and ferric chloride which attracts moisture 
making the surface appear “ damp.” 

When iron is dissolved in hydrochloric acid, a soln. of ferrous chloride is formed 
and hydrogen is evolved : Fe-f 2HCl=FeCl2+H2—a reaction studied by F. Isam- 
bert, etc. Measurements of the speed of the reaction were made by C. M. Guldberg 
and P. Waage in 1867. H. Kreusler observed that iron reduced from the oxalate 
and then melted in vacuo is not perceptibly attacked by boiling hydrochloric acid ; 
but B. Lambert and J. C. Thomson found that the hydrogen is liberated briskly 
even when electrolytic iron of a high degree of purity is employed ; T. Ericson- 
Auren and W. Palmaer, and M. Centnerszwer and co-workers stated that pure 
metals do not dissolve in acids, and H. Moissan found that finely-divided pure iron 
dissolves in acids without residue, A. Thiel and J. Eckell showed that with non- 
homogeneous metal, the parts where the homogeneity is interrupted are the centres 
of attack. W. Palmaer found that electrolytic iron dissolves more slowly at 25° 
than does grey cast iron; the respective velocities are 0-0145 and 1-5; P. Nicolardot, 
that a soln. of hydrogen chloride in absolute alcohol dissolves iron without the 
evolution of hydrogen. A. de Hemptinne observed that the heat of dissolution is 
modified a little in the presence of a magnetic field. G. Tammann and K. Bochoff 
found that when dil. sulphuric acid or %drochloric acid acts on iron, in a closed 
vessel, the reaction comes to an end before all the metal is dissolved. The potential 
of the metal becomes electronegative owing to the dissolution of hydrogen by the 
metal; the hydrogen also becomes more electronegative. The embrittling of iron 
by the absorption of some of the hydrogen during the action was indicated above. 
The action of hjrdrobroinic acid was studied by A. J. Balard, and it resembles that 
of hydrochloric acid ; and likewise also with hydriodic add. AV. Palmaer found 
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that tuere is a well-dehiied pt*riod of induction which, at 25 ’, varies with the cone, 
of the acid, thus : 

A- e-jA'- 0 4A'* C iJA- (MA'-HC’l 

JViitKl of induction . . 10(^ 150 280 200 ,880 minutes 

F. J. R. Carulla, and E. Prost showed that iiydrocliloric acid is particularly 
active in its attack on cast iron. J. M. Weeren made similar observations with respect 
to the action of acids on iron as were made with respect to zinc. T. Turner observed 

that cast irons containing large flakes of gra- 
pliite are more susceptible to attack by acids 
than is the case with close-grained, white cast 
iron. Hence, white cast iron is better for use 
in acid-resisting plant. Cast irons low in })hos- 
phorus, and close-grained, withstand acids very 
well. It is assumed that ferrite is more readily 
attacked by acids than are the carbides, so 
that the resistance of wliite cast irons is attri¬ 
buted to the carbides. Grey cast irons are 
more porous, and 0. Krohnke observed that 
when white cast iron is immersed in acids, tlie 
ferrite is dissolved, whilst the graphite, cementite, and phosphide remain in statu 
without disturbing the original, outward shape of the mass. The carbides are 
more readily attacked by alkalies than is ferrite. The subject was studied by 
M. Ballay, and W. Palmaer. H. Endo observed that 5 hrs'. exposure of iron, at 
25°, to the action of hydrochloric acid of different cone, resulted in the following 
losses—Fig. 331—expressed in grams per sq. cm.: 

HCl. 5 20 40 50 55 (>5 75 00 per < cut. 

Loss 0000950 0*002313 ()00715(i OOKKUS 00141,50 0*000825 0*(K)0377 nil 

Y. Utida and M. Saito, W. Guertler and B. Bliimenthal, Y. Yamamoto, H. Edwards, 
and H. Endo and K. Nakawaga alM> studied this subject. W. H. Hatfield measured 
the solubilities of different forms of iron, and of iron alloys in cone, hydrochloric 
acid of sp. gr. T18. Cylinders of the metal approximately 0*5 in. diam., and 
weighing 50 grms., were immersed in about 85 c.c. of acid, at 15°. The losses stated 
in grms. per sq. cm. in 24 hrs., were : 



Fio. 331.—The Aetion of Hydro¬ 
chloric* and Nitric Acida on Iron. 




A-HCl 

|M‘r (rut. 

•J.'i per cent. 

r>() per (ent 

(’one. HCl 

Electrolytic 

iron 

. 00085 

- 

- 

- - 

0*0860 

Armco iron 


0*0116 




0*1385 

English wrought iron 

. 01416 




0*2217 


15^^ . 


0*0490 

0*1367 

0*1842 


Steel, 0*29 

40" 


0*0866 

0*4088 

0*6107 


pf*r cent. C 

60° 


0-0879 

0*4042 

0*8341 



80" 


0*0928 

0*4112 

0*7.856 

- 


G. Tammanii and F. NeuberCs results with steel containing different proportions 
of carbon are summarized in Fig, 332. 3*6JV-H(4 was employed. The results are 
taken to support the theory of local elements. 

W. Palmaer studied the action of Ir'drochloric acid on grey pig-iron, and 
obtained the results indicated in Fig. 333, at 25'^. The velocities are expressed in 
terms of the changes in the e.m.f. of the metal. There is a well-marked period of 
induction; and it was found that the presence of potassium, ammonium, or 
magnesium chloride had very little influence on the results. With zinc, the addition 
of zinc salts depresses the speed of the reaction in a marked way, but with grey pig- 
iron, the effect of ferrous salts is insignificant. W. Bauhuis found that both polished 
and rough electrolytic iron are active in hydrochloric acid, and. that the metal 
dissolves at characteristic rates in acids of different concentrations, and there is 
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a -well-defined period of induction. The addition of halides retard the rate of dis¬ 
solution, and this the more, the higher the at. wt. of the halogen ; oxidizing agents 
accelerate the speed of dissolution in the acid. H. 0. Forrest and co-workers studied 
the initial rate of corrosion. H. Endo observed that the presence of oxygen dis¬ 
solved in 0*05 per cent, hydrochloric acid raises the rate of dissolution of iron over 
seventy times what it is in the absence of oxygen, and with 5*0 per cent, acid, over 




Fn;. ,‘{‘12. The Kffoct of Carbon on tbo Fn.. .‘iH.'b -Tin' Attion of HyJrot-liloric 
Solubility of Iron in Hydrocliloric A< i(L V< i(l on (Irey Jb^-Iron. 

fifteen times. Tin*-subject is further discussed in connet tion with the corrosion of 
iron. J. A. N. Friend reported that specimens of cast iron and mild steel, measuring 
4*5x0*8xf)'b5 cm., and weighing about 22 grins., were immersed m 500 c.c. of 
hydrochloric acid for 8 hrs. at 17% under comparable conditions, and that the 
losses were : 

HCd . . .0 >X- 4N- 1)A- 7 A- HX- [)N- lOA'- 

Cast iron 0 009 10 07 U til lU-tri lU 30 17-22 \rylH 14*29 9*03 

Mild steel . . 0*0053 0*()12 0 780 0*908 1*957 3*31 5*38 9*94 13*27 

As in the case of sulpliuric acid (f/.c.), the rate of dissolution of cast iron rises to a 
maximum and increasing concentrations of acid, and then falls. With mild steel, 
the rate of dissolution rises steadily as the concentration of the acid increases. 
F. Schmitz found that with pie(*es of steel containing 0*06, 0*42, and 0*92 per cent, 
of carbon and 20x20x10 mm. with a 4 mm. hole, lost respectively, 1*130, 1*140, 
and 0*511 per cent, in 180 hrs. in dil. hydrochloric acid (1 : 10), and in cone, acid, 
respectively, 23*070, 19*750, and 14*340 per cent. 

.1. T. Conroy measured the effect of varying the concent ration of hydrochloric acid, 
and found that with soln. containing rilCb grms. ])er litre, the rates of evolution 
of hydrogen in c.c. per hour were : 

IHCl] . 2.5 50 1.50 200 2.50 ,300 350 griiiH. per litro 

H, . . .5 8*5 15 .30 8.5 250 470 e.e. i)er hour 

As the cone, of the acid increases in arithmetical progression, the rate of action 
over a considerable range increases in a geometrical progression, so that the 
rate of dissolution is doubled for each increase of 30 grins, of HCl per litre in 
the acidity of the soln. Observations on the action of acids on iron were made 
by 0. F. Burgess and S. G. Engle, K. Daeves and co-workers, V. Duffek, 
M. Faraday, J. A. N. Friend, R. Gans and co-workers, A. Geissel, L. F. Girardet 
and T. R. Kou, H. G. Haase, W. H. Hatfield, E. Heyn and O. Bauer, 
W. H. Johnson, G. B. Jones, J. Keir, P. Kotzschke and E. Piwowarsky, J. Priestley, 
F. W. Richardson, W. D. Richardson, J. Sauvageot and L. Lauprete, J. W. Shipley 
and co-workers, J. B. Trommsdorff, G. Walpert, H. W. Webb, W. G. Whitman and 
R. P. Russell, and R. E. Wilson. R. Girard found that with soln. of sulphuric, hydro¬ 
chloric, carbonic, and carbolic acids with a concentration less than 0*1A% polished 
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steel and cast-iron plates are siiuilarly attecJc^. W. G. Wiitman and co-workers 
observed that with carbonic and bydrocblonc acids, the results were somewhat 
similar, as illustrated by Fig. 334, for with a H'-ion cone less than 0-000001, or 
jDjy=6, the curves of attack coincide. G. Tammann noted that emd-work increased 
the speed of dissolution of iron in dil acids. L. McCulloch found th&t if a. rubber 
band be wrapped tightly round a piece of soft iron, and the whole left in dil. hydro¬ 
chloric acid for a few weeks, the pitting is greatest beneath the rubber, showing that 
the acid attacks the metal in the capillary spaces be¬ 
tween the metal and rubber more vigorously than it 
does on the exposed surfaces-vide infra, the corrosion 
of iron. U. R. Evans and J. Stockdale showed that if 
a small cathodic current be applied to iron whilst the 
metal is immersed in a pickling acid, the attack is re¬ 
duced. 

The effect of temperature is such that the rate of 
dissolution is nearly doubled for each 10° rise of temp, 
with acids having between 25 and 216 grms. HCl per 
litre. A. Sieverts and P. Lueg found that the dis¬ 
solution of iron in hydrochloric acid at 78° is approxi¬ 
mately proportional to the cube of the cone, of the acid. The temp, coeff. 
of the rate of dissolution is 2-0 to 2*3 per 10° between 50° and 78°. W. S. Cal- 
cott and J. C. Whetzel, and J. T. Conroy found that the logarithm of the rate of 
dissolution of iron in acids is a linear function of the temp. Observations were also 
made by J. R. Baylis. W. Palmaer found that there is a maximum in the effect 
of temp, of the speed of dissolution of grey cast iron in hydrochloric acid of various 
concentrations. There is no complication by the formation of a passive film. The 
high temp, coeff. of the reaction is due to the change in the viscosity of the soln. 
which permits the rapid removal of ferrous chloride soln. from the surface of the 
metal. The temp, coeff. increases with increasing cone, of acid ; and the addition 
of ferrous chloride scarcely affects the velocity of the reaction. According to 
A. Thiel and W. Ernst, the difference observed between the quantity of gas evolved 
during the spontaneous dissolution of a metal in acids, and the quantity evolved 
when the metal is in combination with another metal serving as cathode, depends 
entirely upon the resistance of the liquid medium. 

According to 0. P. Watts and N. 1). Whipple, a reduction of pressure favours the 
dissolution of iron and zinc in acids, and E. W. Greene and 0. P. Watts found that 
a reduction of press, lowered the rate of corrosion in amalgamated zinc by removing 
depolarizing oxygen, and with unamalgamated zinc in the absence of oxygen, or 
amalgamated zinc, a reduction of press, accelerated the action by facilitating the 
escape of hydrogen gas. W. Rohn found that in 10 per cent., cold hydrochloric acid, 
purified, unannealed iron lost 0-12 grm. per sq.dm, in 1 hr. and 0*5 grm. in 
24 hrs. ; and 33*8 grms. per sq. dm. in 1 hr. in the hot acid. The action was less 
vigorous with annealed iron. Observations were made by W. Guertler and 
T. Liepus, and B. Kindt. C. Barus showed that the rate of dissolution of steel wire 
hardened by drawing is greater than is the case with soft metal. M. A. Rozenberg 
and V. A. Yuza, and L. V. Pisarzhevsky found that a magnetic field retards the action 
of the acid on iron. 

0. P. Watts and N. D. Whipple found that the addition of hydrogen dioxide 
quickens the attack of hydrochloric acid. J. T. Conroy observed that the presence 
of arsenic in the acid retards its activity, and if the quantity is large enough to 
cover all the iron with a film of arsenic, the reaction, at ordinary temp., may be 
stopped. According to 0. P. Watts and co-workers, the protective effect of arsenic 
is due to polarization by hydrogen, and this is in accord with the observation 
that the corrosion of the protected iron is stimulated by oxidizing agents— e.g, 
hydrogen dioxide observed by E. Salkowsky, A. Quartaroli, and 0. P. Watts and 
N. D. Whipple; and that the arsenic does not protect the iron from corrosive 
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agents— e.g, ferrous salt soln.—which do not evolve hydrogen by their action. 
A. 8. Dwight mentions a case of acid corrosion by water containing sulphuric acid 
derived from the oxidation of smelter fumes, which was stopped by the addition of 
arsenic to the water. E. Heyn and 0. Bauer, and C. F. Burgess and S. G. Engle 
showed that although arsenic in the acid retards the attack by sulphuric and hydro¬ 
chloric acids, arsenic in the iron favours the attack. According to H. H. Gray and 
M. B. Thompson, the nitrogenization of iron increases its resistance to attack by 
hydrochloric acid, and this the more with low-carbon than with high-carbon steels. 
G. Batta, and R. C. Griffin observed that the rate of attack of hydrochloric acid on 
^Tought iron, cast iron, and steel is greatly retarded if 1 per cent, of formaldehyde 
be present. H. J. Prins found that the presence of a reducible substance like 
nitrobenzene or benzaldehyde accelerates the rate of dissolution of iron in acids ; 
and M. B. Rane and M. Prasad found that alkaloids—narcotine, nicotine, and 
brucine - retard the action of hydrochloric acid. A. Bieverts and co-workers found 
that in the action of sulphuric and hydrochloric acids on iron, ferrous sulphate, 
methyl sulphate, ammonium chloride, tetramethylammonium chloride, choline 
hydrochloride, and taurine have no inhibiting effect. Potassium cyanide, caffeine, 
theobromine, coniine, pyramidone, pyridine, atropine, quinoline, isoquinoline, and 
codeine had a slight inhibiting effect. Nicotine, veratrine, cocaine, and cinchonine 
were more effective, whilst a- and /3-naphthaquinolines, strychnine, brucine, narco¬ 
tine, and quinine were very effective. The most effective inhibitant was an 
extract ’ consisting of the ether-soluble basic constituents of crude anthracene. 
It was found that the amount of inhibition was much the same in both acids, but 
with theobromine, nicotine, cinchonine, narcotine, and quinine, the inhibiting effect 
was more marked in hydrochloric acid. The authors conclude that all compounds 
containing pyridine nitrogen are more or less effective inhibitants. For slight 
amounts of poisoning, an increase of temp, reduces the inhibition : for larger 
amounts, it has no effect. 0. Vogel said that nitrogen ring compounds generally 
retarded the reaction. A. Bieverts and P. Lueg proposed the empirical formula : 
(KQ-~K^IK=acf*, where Kq is the rate of soln. with no poisoning; is the rate 
of soln. at poison cone, c, and a and h are constants depending on the nature of the 
poison. The formula breaks down if more than about 75 per cent, of the inhibiting 
agents is present- -vide infra, sulphuric acid. G. Walpert attributed the inhibition 
to adsorption by the metal. 

In agreement with A. Bieverts and P. Lueg, A. Krieger found that the rate of 
dissolution of iron in 6iV-HCl at 78"^ is proportional to the surface of the metal. If 
the metal has been annealed at a red-heat, the rate of dissolution is depressed. If 
I denotes the length of the wire ; the velocity constant; and V, the normality 
of the acid: 


HCl 

. 3iV- 

AN- 

5N- 

5-25N- 

6-50N. 

515N- 

6N. 

fc.xKK) 

131 

17-7 

28-3 

36-7 

ill 

58-7 

67-5 

ijXlOO/v'l . 

3*99 

5-39 

8()1 

11-2 

14-5 

17-9 

20-5 

l-,y 10«/iV‘V) 

M8 

0-46 

2-68 

2-74 

2-60 

2-68 

2-47 


The rate of dissolution of the iron in acid increases approximately with the fifth 
power, of the concentration. The retardation in the rate of dissolution by 
u-naphthaquinoline and a-chrysidine is in agreement with A. Bieverts and P. Lueg's 
formula. The retardation is dependent on the mol. wt. and on the constitution of 
the “ poison.” Amongst substances of the same mol. wt. but of different constitu¬ 
tion, some-e.^. a-naphthaquincline—are very poisonous; whilst other isomeric 
forms—acridine—are non-poisonous even with cone, of 2 millimols per litre. 
Increasing the size of the molecule with substances of like chemical constitution 
greatly reduces the toxicity— e.g. chrysidine is less poisonous than naphthaquino- 
bne. Very small additions of a-naphthaquinoline and of a- and ^-chrysidine 
accelerate the dissolution of iron in 6.V-HC1— e.g. with up to a millimol of chrysidine 
per litre ; consequently, the concentration-velocity curves show a maximum for 
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small concentrations. On increasing the “ toxic dose,” the curves show a decline 
and afterwards a remarkable rise for a short stretch. Thus, with a-chrysidine and 
6iV-HCl at 78-2°: 

a-Chrysidine . 0 0-125 0*26 0-50 1-0 2-0 millimol per litre. 

lOOA'/ .61-9 63-5 62-6 62-5 63-3 58-4 

There is a very marked induction period with chrysidine. According to J. A. Aup- 
perle, the presence of antimony chloride inhibits the action of hydrochloric acid on 
iron ; and, according to C. F. Burgess, arsenic acts similarly ; whilst W. D. Richard¬ 
son observed no accelerating influence was produced in the action of hydrochloric 
acid, though 0. P. Watts and H. C. Knapp observed that corrosion is stimulated by 
the presence of these salts. C, Moureau and C. Dufraisse showed that the tendency 
of various easily oxidized substances to combine with oxygen may be reduced or 
multiplied by the addition of a third substance in very small proportion. 
W. Palmaer, and J. G. A. Rhodin discussed the application of the facts to the 
corrosion of iron and steel. 

H. H. Gray and M. B. Thompson found that the greater the carbon-content of 
steel, the less is its resistance towards hydrochloric acid vide infra, nitrogen. The 
subject was studied by K, K. Jarvinen, F. Schmitz, and L. Aitchison. T. Turner 
observed that when cast iron is attacked by dil. acids, the iron is first dissolved, the 
carbides and phosphides being more resistant; with alkaline corrosion, however, 
the impurities are first dissolved, and iron is dissolved last. A. J. Hale and 
H. S. Foster found that at temp, between 17^ and 20'\ })lates of cast iron and 
wrought iron having 1 sq. dm. of area exposed, lost respectively 3-0 and 0-17 grm. 
with a litre of 0*2iV-HCl for 4 lirs. ; respectively 18-2 and 19-0 grins, with half a 
litre of the same acid per day for 7 days ; and respectively 2-9 and 3*3 grins, during 
28 days’ exposure in half a litre of acid. U. R. Evans observed that iron in contact 
with 1*3A"-HC1 slowly gave off hydrogen, but if a piece of nickel was in contact with 
the iron, the gas came off more ([uickly, but copper and tin did not have any appreci¬ 
able effect. W. D. Richardson found that grey cast iron containing graphite 
is attacked by A^-HCl much more quickly than open-hearth iron of a higher degree 
of purity, but the corrosive action of the acid on the latter is greatly increased if 
a trace of a platinum salt be added so as to produce metallic platinum in contact 
with the iron. This treatment had no accelerating influence on the corrosion of 
cast iron. Thus, with plates 15 sq. cm., open-hearth iron and cast iron lost respec¬ 
tively 0*12 and 8-7 grms. per hr. in A’^-HCl, and respectively 10-5 and 8*8 grins, 
per hr. in A’-HCl along with a trace of ])latinum salt. C. F. Burgess and S. G. Engle 
found that the loss in grams per sq. inch per hour, at 22°, on a 17-hr. run, with 
N-HCl, was 0*2146 grm. with electrolytic iron ; 0-0083 grm. with electrolytic 
iron heated to 1000° and slowly cooled ; 0-0095 with soft sheet iron, low in carbon, 
used for transformer plates ; 0-(K)2G grm. for tempered steel used in the manufacture 
of knife-blades ; and 0*1058 grm. for ordinary cast iron. E. L. Nichols, and 
H. A. Rowland and L. Bell investigated the action of a magnetic field on the dis¬ 
solution of iron in acids. G. Berndt, and S. S. Bhatnagar and co-workers found that 
the dissolution of iron in hydrochloric acid is reduced by a magnetic field, and 
F. K. Bell and W. A. Patrick found that co})per in contact with iron decreases 
the speed of soln. in acids, but not so with platinum or silver. 

The early observations on the peculiar nature of the gases evolved when cast 
iron, or steel is treated with hydrochloric acid or sulphuric acid, have been indicated 
in connection with iron carbide-~6. 39, 20. The hydrogen which is evolved is 
accompanied by the vapour of a malodorous oil or oils, as by arseniuretted, phos- 
phuretted, and sulphuretted hydrogen, and possibly also methane. F. A. Abel 
and W. A. Deering showed that the combined carbon of steel furnished hydro¬ 
carbon gases when dissolved in hydrochloric acid, and the reaction was studied 
by S. Cloez, H. Moissan, F. Mylius and co-workers, H. Hahn, E. Heyn and co¬ 
workers, etc. R. Schenck and co-workers found that with 
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Cast Iron (2 5 per cent C.) Steel 

> I ■ —M l. ,1 




Hardened at 1150®. 

Hardened at 780". 


Cementite, Pearlito 

Cementltc, Austenite, 

Cenientite, 



Martensite 

Martensite 

Methane 

102 

3-63 

3-19 

Ethane 

010 

0-50 

0-45 

Ethylene 

0-27 

0-50 

0-47 

Propylene 

7-OS 

24-37 

25-21 

Butylene 

4-00 

10-25 

9-08 

Araylene 

1 -25 

3-36 

4-20 

Hexene 

Mr> 

4-37 

.5 21 

Ortene 

0-80 

.3-02 

3-36 

Carbon 

78-04 

38-82 

12-10 

Loss 

6-29 

11-28 

6-37 


L. G. Kiiowlton said that the presence of depolarizers -potassium permanganate, 
nitric acid, chlorine, etc., prevent this reaction. F. Osmond and J. Worth found 
that in the anodic dissolution of annealed steel in dil. hydrochloric acid, a skeleton 
of graphite is formed. According to V. Tantin, the phosphorus in iron slowly 
forms phosphine during the action of the dil. acid ; and, according to G. Craig, 
and H. Rocholl, part of the sulphur forms hydrogen sulphide. J. L. Proust passed 
the gases through alcohol, and separated the oil which was arrested by diluting the 
alcohol with water ; A. Schrotter collected the oil by passing the gas through dil. 
sulphuric acid. The solid residue which remained undissolved consisted of a mixture 
of graphite, iron carbides, amorphous carbon, and also silicon, etc. This residue 
has been examined by A. E. Jordan and T. Turner, W. A. Tilden, B. Sandrock, 
(\ J. B. Karsten, J. Hull, J. Percy, E. Prost, J. J. Berzelius, B. Kosmann, C. E. Schaf- 
hautl, J. F. Daniell, and F. Kohn, and it appears to be related with the ])roduct 
which is obtained when cast iron has been exposed for many years to the action of 
sea-water--t?/d€ wfra. 

A, D. White found that aq. hypochlorous acid slowly attacks iron with the 
evolution of both hydrogen and chlorine ; whilst a soln. of bleaching powder attacks 
iron with the evolution of oxygen ; and G. N. Quam, H. P. Pearson, 0. F. Hunziker 
and co-workers, and H. W. Young and A. W. Peake examined the corrosive action 
of soln. of bleaching powder. H. P. Pearson found that iron is energetically 
attacked by a soln. of sodium hsrpochlorite. W. S. Hendrixson observed that dil. 
and cone. soln. of chloric acid attack iron—the metal is dissolved without the 
evolution of hydrogen, and the chloric acid is reduced. W. S. Hendrixson found 
that perchloric acid is not reduced by iron. G. Lunge and A. Deggeler examined 
the corrosion of iron by aq. soln. of potassium chlorate. K. Bottger observed that 
finely-divided iron burns vigorously in heated potassium chlorate ; and M. Honig, 
that it likewise burns in heated potassium percUorate —the violence of the reaction 
can be reduced by diluting the chlorate with sodium carbonate. The reaction was 
studied by E. Berger. According to A. (’’onnell, iron dissolves in a boiling soln. 
of iodic acid) forming a ferrous iodate. 

Iron has a strong affinity for sulphUT) and the two elements readily combine 
vv ith incandescence when heated to redness vide infra^ iron sulphides. The affinity 
of the two elements was studied by E. Schtirmann,^ 0. Schumann, E. F. Anthon, 
H. Winderlich, K. Jellinek and J. Zakowsky, J. Zakowsky, E. V. Britzke and 
A. F. Kapustinsky, and W. Guertler. Manganese had the greatest affinity for 
sulphur, then followed Cii, Ni, Co, Pb, Ag, and 8b. Iron comes between copper 
and lead. C. Frick compared the heats of formation of the metal sulphides, 
and found that aluminium and magnesium come before iron. According to 
J. G. Gahn, J. L. Proust, J. J. Berzelius, and A. Evain, when sulphur is in 
contact with a red-hot bar of iron, the elements unite to form a fusible iron 
sulphide. R. Hare found that if sulphur be heated to redness in the gun-barrel 
of a muzzle-loader, closed at one end, the vapour of sulphur escapes at the nipple, 
and a piece of iron wire held in the vapour burns with a bright light to form 
the sulpliide ; according to G. C\ Winkelblech, if a small piece of potassium or 
VOL. xin. Y 
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sodium be placed at the end of a piece of iron wire, ignited, and plunged into 
the vapour of sulphur, the metal burns, forming iron sulphide. N. Lemery 
observed that if a paste be made with water and a mixture of equal parts of 
iron filings and sulphur, the mixture becomes so hot that it can bo scarcely 
held in the hand. If several pounds of the mixture be buried in the ground, the 
earth is raised and burst asunder— a* volcano- the iron is sulphurized. 
N. Lemery based a theory of volcanoes on this reaction. (). Ohmann observed 
that iron powder reduced at a low temp, ignited spontaneously in sulphur vapour. 
G. Tanimann and K. Schaarwachter found that the attack of iron by sulphur begins 
at about 210°, and increases rapidly up to 5fX)°. W. P. Jorissen and C. Groeneveld 
discussed the velocity of propagation of the reaction in mixtures of iron and sulphur ; 
and W. P. Jorissen and B. L. Ongkiehong added that the upper limit of the reaction 
with mixtures of iron, alufninium, and sulphur is approximately 43 per cent, of 
iron and 57 per cent, of a mixture of 62*5 per cent, aluminium, and 39*5 per cent, 
of sulphur. The action of sulphur on metals was also examined by E. Priwoznik, 
A. Colson, and 0. Bauer and H. Arndt. H. Schmidt, and A. E. Wood and co-workers 
studied the corrosion effects of sulphuric acid sulphur compounds- mercaptans, 
alkyl sulphides and sulphites, sulphonic acids, sulphoxides, sulphones, and thiophene 
- dissolved in naphtha. 

The binary system : Fe-S, and the ternary system : Fe S-C, have been studied 
by H. Haneinann and A. Schildkotter, G. Ritzau, R. Vogel and G. Ritzau, and 
others— vide wfra, iron sulphides. There is a ternary eutectic in the system : 
Fe-Fe8 Fe 3 C at 975°. There are three kinds of crystals—binary solid soln. of 
iron with carbon, ceinentite, and iron sulphide. W. F. Holbrook and co-workers 
studied the diffusion of sulphur in molten iron. 

According to C. J. B. Karsten, the action of sulphur on iron is very detrimental, 
so that proportions which can scarcely be determined by analysis make the metal 
red-short. The presence of () ()3375 j)er cent., for example, made the metal red- 
short, and prevented its being welded. C. J. B. Karsten also said that sulphur 
expels carbon from iron at a high temp., so that spiegeleisen, sat. with carbon, and 
melted with sulphur in a crucible, caused a separation of carbon as a sooty deposit 
on the under-surface of the resulting ferrous sulphide. Sulphur also turns grey 
cast iron white. This phenomenon interested J. Percy, who concluded that when the 
sulphur in cast iron exceeds 2*5 per cent., the co-existence of graphite is impossilile, 
and the metal is necessarily white. W. J. Keep questioned if the evil effects 
attribute<l to sulphur are all deserved, but T. D. West, and J. Roberts did not 
agree. The former found that 0-2 per cent, of sulphur is enough to ruin any casting ; 
and the latter stated that in some cases 0-214 per cent, greatly affected the strength. 
If manganese is absent, the sul])hur helps to keep the carbon as carbide producing 
hard iron, while if a high proportion of manganese be present, manganese sulphide 
will be formed, and the hardening effect will be neutralized. F. Wiist, and 
W. J. Keep showed that the presence of other elements may affect the action of 
sulphur ; thus, silicon may correct to some extent the deleterious action of sulphur. 
H. I. C’oe showed that silicon neutralizes the action of the sulphur by forming a 
silicon sulphide. The subject w'as discussed by A. Hayes and H. E. Flanders, 
J. Mehrtens, H. S. Rawdon, and J. 0. Arnold and G. R. Bolsover. F. Wiist and 
J. Miiiy observed that the formation of graphite is affected by sulphur according 
to the proportion of manganese present; with sufficient manganese, the effect of 
the sulphur is neutralized- thus, the presence of 0*30 per cent, of manganese will 
prevent the hardening effect of 0-20 per cent, of sulphur. M. Hamasumi noted 
that with a low proportion of manganese, BrinelFs hardness steadily rose as the 
proportion of sulphur increased from 0-019 to 0-196 per cent. E. Piwowarsky 
found that with a low proportion of manganese, the sulphur should not exceed 
0*08 to 0*10 per cent; and M. Hamasumi said that up to 0*1 per cent, did no harm. 

Tlje Hubjcdi w-ah studied by E. Adamson, S. G. Afanaseff, A. Allison* J. O. Arnold and 
G. H. \^'ate^hou8e, F. E. Bachman, A. A. Blair and P. W. Shimor, G. K. Burgess, J. B. Cabot, 
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J. R. Cain, A. Carnot and E. Goutal, F. J. R. Canilla, J. (Uochina, H. 1. Cue, C. Diesel 

G, Dinner, E. W. Fell, H. E. Field, G. A. Forsberg, N. J. Gebert, K. C. Good! 
VV. Guertler, G. HaiI«tone, F. W. Harbord and A. E. Tucker, K. HaHegawa, C. R. Hay¬ 
ward, J. Henderson, C. H. Herty and co-workers, H. D. Hibbard, K. Hdgonstock, 
W. N. Hindley, A. H. Hiorna. T. E. Holgate, A. L. Holley, H. M, Howe. J. E. Hurst, 
M. Janoyer, G. R. Johnson, E. Johnson, W. J. Keep, K. Kohler, B. Kosinann, 
A. Lissner, A. Lodin, P. Longmuir, d. Massenez, T. Mauland, E.-Maui-er and W. llaufo, 
A. Messerschinidt, R. Moldenkc?, A. Niedentlia), V. Obf^rhojffer, R. H. l*ahner, L. Ihed- 
boeuf and J. R. Marechal, W. J. Priestley, E. W. Rettew and L. A. Laiimng, J. Rolierts, 

H. 8ehenck, J. Shaw, O. Sirnmersbaeh, A. E. M. Smith, E. K. Smith and F. B. Riggaii, 
R. H. Smith, G. J. Snehis, J. E. Stead, F. Stille, B. Stoughton, E. R. Taylor, Fh Thomas, 
F. E. Thomson, E. E. Thum, T. Turner, O. Wedemeyer, F. Wiist, and F. Wiist and F. Schuller, 

A. Fry discussed the diffusion of sulphur in iron. The system ; iron-sulphur 
has been discussed elsewhere ; it was studied by W. Treitschke and G. Tammann, 

K. Friedrich, F. Sauerwald and W. Hummitzsch, and E. Becker. E. Becker 
observed that virtually no solid soln. are formed with a-, or ydron. The 
transformation points of iron are not changed, so that the y-iron passes to /3-iron 
i\t 898°, and /3-iron passes to a-iron at 768° ; but W. Treitschke and G. Tammann 
observed that the first of these points is lowered more than the second by the 
presence of ferrous sulphide, and with less than 92 per cent, of iron, there is 
only one break in the cooling curve at 800°, and this is probably connected with 
the solii. of ferrous sulphide in y-iron. The deleterious effects produced by, say, 
0 02 per cent, of suljihur are attributed to the brittle character of the solid 
soln. rich in iron ; and when over 2 per cent, of sulphur is present, to the 
presence of a readily fusible layer of sulphide between the particles of irpn. 
This explanation was also given by J. E. Stead. The effect of sulphur on 
the carbon-iron system was investigated by D. M. Levy, J. E. Stead, and 
T. Liesching, but the data are not sufficient to form the ternary diagram. 
T. Liesching prei)ared alloys with over 2 per cent, of sulphur, and found that wlien 
the ])ro}>ortion of carbon was high the material separated into two layers one 
containing 26 to 28 jier cent, of sulphur and 0-22 to 0-32 per cent, of carbon ; and 
the other 2-05 to 2-25 per cent, of sulphur and 3*04 to 3*43 per cent, of carbon. 
D, M. Levy, and T. Liesching observed that sulphur lowers the m.p. of the iron- 
carbon alloy from 50 to 75" for I per cent, of sulphur. Even with a high proportion 
of sulphur, the pearlitic transformation remains unchanged at 695° to 706°. 
1). M. Levy showed that with up to 10 j)er cent, of sulphur, the surface of sections 
of the metal is bright and even, but marked all over by the pattern of the peadite ; 
and with over 1 per cent, of sulphur, the sections were pitted all over by the excess 
of sulphide in the alloy. The saturation point for sulphur in iron-carbon alloys 
with 2*73 per cent, of carbon is rather less than 0*9 per cent. In this case the 
suljihur remains uniformly diffused throughout the mass,’ but with higher 
jiroportions, more sulpliide occurs in the upper than in the lower part. The following 
arrests were observed in the cooling curve of iron with 2*7 })er cent, carbon and 
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The arrest at 1279° is due to the solidification of iron holding carbon to the extent 
of 1*5 per cent.—that is, austenite; and as the temp, falls below 1000°, the carbide 
falls out of solid soln. W. H. Hatfield suggested that the action is continuous, not 
abrupt. D. M. Levy said that the arrest at 1138° is due to the splitting up of 
the eutectic with 4*3 per cent, of carbon into cementite and austenite. The arrest 
at 887° is attributed to the separation of cementite from austenite, but this wavS 
questioned by W. H. Hatfield on the ground that the separation of cementite is 
continuous, not abrupt. The arrest at about 950° occurs with sampleo containing 
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free sulphide. The pearlite arrest is at 695°. J. E. Stead investigated the cooling 
curve of iron with 2*98 per cent, combined carbon, no graphite, 0-29 per cent, of 
manganese, 1*89 per cent, silicon, 0-27 per cent, sulphur, and 1*62 per cent, phos¬ 
phorus. The arrest at 1149° is the primary f.p. where the separation of austenite 
begins; that at 1074° is due to the breaking up of the iron-carbon eutectic into 
cementite and austenite ; that at 945° is due to the freezing of the ternary eutectic 
of Fe-P-C ; and that at 773° is due to the formation of pearlite. G. Tarnmann 
nnd W. Salgc studied the residues left after treating the metal with an acidified soln. 
of ammonium persulphate. H. Sawamura, and F. Roll observed that sulphur 
partly favours and partly hinders the separation of graphite in cast iron. 

With less than 0*8 per cent, of sulphur, I). M. Levy found no sulphide in the 
pearlite areas representing primary austenite, but it is found in the eutectic 
separating between 1120° and 1130°, and J. E. Stead also observed the 
Fe(Fe 3 C)-Fe(FeS) eutectic. 1). M. Levy thought the films of sulphide help to 
preserve the carbide from dissociation. J. E. Stead showed that in the absence of 
manganese some sulphur crystallizes with the carbide, and that it is that portion 
of sulphur which crystallizes with the carbide which is mainly responsible in 
preventing the separation of graphite and in making the carbide stable. The 
nature of the sulphide constituents of iron were discussed by E. Heyn, R. Baumann, 
G. J. Ward and A, H. Longden, H. Schottky, E. Blanchi, P. Oberhoffer, and P. Ober- 
holfer and A. Knipping. J. H. Andrew and D. Binnie found that sulphur may be 

retained in soln. by iron when a molten iron- 
sulphur alloy is rapidly chilled, and the de¬ 
position of iron sulphide occurs on re-heating 
the alloy above 900°. If manganese sulphide is 
soluble in iron, the solubility is very small. In 
the case of oxygen associated with sulphur, 
J. J. Porter, E. D. Campbell, and H. le Chatelier 
and M. Ziegler attributed the red-shortness to 
the presence of an iron oxysulphide. F. Osmond, 
A. Carnot and E. Goutal, J. 0. Arnold and 
G, B. Waterhouse, J. 0. Arnold and G. R. Bols- 
over, W. Heicke, and G. Rohl studied the 
system : FeS-MnS, and observed the formation 
of a manganese iron sulphide Fe 3 Mn 2 S 5 . 



Fig. 335.—The Effect of Sulphur on 
th^ Mechanical Properties of Iron. 


J. E. Stead, I). M. Levy, J. E. Hurst, W. H. Hatfield, and H. I. Coe showed that if 
manganese is present it combines with the sulphur to form manganese sulphide, 
and thus neutralizes its efiects. W. H. Hatfield concluded that sulphur increases 
the stability of iron carbide at high temp., and thus hinders the breaking down of 
the carbides during the cooling of the metal. It is probable that the small per¬ 
centage of sulphide associated with the carbide crystals accomplishes this action. 
H. I. Coe's inference that the sulphur separates as sulphide at the f.p. is not strictly 
correct, since a certain proportion is retained by the cementite carbide. The action 
is chemical, not mechanical, as suggested by 1). M. Levy. E. D. Campbell, 
J. 0. Arnold, and H. le Chatelier and A. Ziegler made observations on the diffusion 
of sulphur in solid iron. J. 0. Arnold demonstrated the presence of ferrous sulphide 
in a mild steel free from manganese ; and he also demonstrated the presence of 
manganous sulphide in manganiferous steels. The pale brown ferrous sulphide 
exists mainly in the form of sectional meshes, but sometimes occurs in the globular 
form. Manganous sulphide has a dove-grey colour, and exists almost exclusively 
as globules. J. 0. Arnold and G. B. Waterhouse found that manganous sulphide 
is plastic at a yellow-heat. J. E. Stead doubted if the alleged manganous sulphide 
is really such ; and J. 0. Arnold and G. R. Bolsover indicated the probable existence 
in liquid commercial steels of an eutectic of ferrite and manganous sulphide which 
has a high f.p. J. 0. Arnold found that the sp. gr. of steel is reduced from 7*8478 
to 7*6903 as the proportion of sulphur increases from 0*03 to 0*97 per cent. 
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E. Piwowarsky showed that sulphur definitely tends to harden iron, and the effect 
increases with the rapidity with which the iron is cooled. J. S. Unger measured 
the mechanical properties of iron with 0*09, 0*32, and 0-51 per cent, sulphur, and the 
results for 0-51 per cent, of carbon are summarized in Fig. 335. The tensile strength 
and elastic limit are expressed in kilograms per sq. mm.; the elongation and 
reduction in area in percentages; and the impact test by the number of impacts 
required for fracture by a weight of 990 kgrins. falling 4-8 metres. A. Wimmer, 
and K. Taniguchi also made observations on this sulqect. 

A. Holtz found that sulphur has very little influence on the magnetic properties 
of iron ; but F. Goltze, and H. F. Parshall said that it reduces the magnetic pro¬ 
perties of cast iron. According to H. von Jiiptner, th(‘ sulphur in iron and steel 
may occur in different forms : (i) A compound which is decomposed by dil. acids, 
liberating hydrogen sulphide—J. 0. Arnold and H. J. Hardy, F. H. Williams, 
L. Schneider, G. Hattensauer, etc., add that if proper precautions are taken, all 
the sulphur may be converted into hydrogen suljihide even when copper is present, 
(ii) A compound which on treatment with dil. acids liberates volatile methyl 
sulphide, (CH 3 ) 2 S—F. C. Phillips, E. Prost, E. Franke, W. Schulte and L. Campre- 
doii, A. Barraud, D. M. Levy, 0. Herting, T. Naske, F. Bischoff, G. T. Dougherty, 
etc. (iii) In a form which under certain conditions remains behind in the 
imdissolved residue as an organic compound. The two latter forms may represent 
decomposition products of ore. The sulphurous residue was examined by 
L. L. de Koninck, C. R. Fresenius, E. Prost, H. Rocholl, etc. Its presence has 
been attributed to three causes : (a) the presence of cuprous sulphide insoluble in 
liydrochloric acid F. Bischoff ; (b) a graphitic residue —T. Turner; and (c) an 
organic compound which volatilizes with difficulty, and which may be distilled off 
by prolonged boiling with hydrochloric acid C. Phillips. G. N. Huntley 
discussed sulphur as a cause of the corrosion of steel. 

K. Oma observed that sulphur in electrolytic iron may be derived from the 
electrolyte or anode— supra. J. H. Nead, and C. H. Herty noted that molten 
iron absorbs sulphur from furnace gases containing sulphur dioxide. H. Caron 
observed that when manganese is added to cast iron containing sulphur, some 
sulphur is eliminated, and J. Massenez based a process for the desulphurization of 
iron by this reaction. The iron sulphide forms manganese sulphide which rises 
through the metal and joins the slag. E. H. Saniter showed that iron is desul¬ 
phurized by adding calcium chloride or fluoride; E. Wilke-Dorfurt and H. Buchholz, 
by fluorides ; W. Zieler, by zirconium ; and B. Bogitsch, and J. E. Stead demon¬ 
strated that sulphur is removed during the puddling process by the highly basic 
iron-slag. P. P. Berg and M. S. Pshonik, G. Tammann and H. 0. von Samson- 
Ilimmelsljerna studied the desulphurization of steel with the alkaline earth oxides, 
and with the oxides of lead, zinc, manganese and iron. In molten cast iron, part 
of the sulphide may float on the surface as scum. H. H. Beeny, C. Bettendorf and 
N. J. Wark, E. Blanchi, J. Ciochina, E. W. Colbeck and N. L. Evans, W. Denecke 
and T. Meierling, E. Wilke-Dorfurt and co-wwkers, (L A. Drysdale, H. H. Ebert, 
L. F. Girardet and co-workers, K. Hilgenstock, E. J. Lowry, J. Mehrtens, 
R. T. Rolfe. L. Scharlibbe, and A. de Vathaire studied the desulphurization of 
iron by fluorspar, calcium chloride, soda-ash, lime, and rock salt; and A. Possenti, 
by acidic and basic slags. According to T. Turner, the small percentage of sulphur, 
rarely over 0*08, in foundry iron, is due to tlie conditions governing the blast¬ 
furnace operations. These conditions—temp., composition of burden and slags— 
are conducive to the retention of silicon, but not to the absorption of sulphur by 
the iron. Only a very small proportion of the sulphur in the charge is found in 
the molten iron. J. E. Stead confirmed T. Turner's observations on this subject. 
J. Ciochina discussed the effect of hydrogen in the process of desulphurization. 

J. E. Stead pressed smooth bromide paper soaked with 3 per cent, sulphuric 
acid over the polished metal, washed the print to remove acid, then immersed it 
in a soln. of sodium thiosulphate to remove the excess of silver; and then washed 
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and dried the paj)er. Brown stains showed the presence of manganese sulphide. 
This auto-svlphur jrrinlingy as it is called, was devised by R. Baumann for determining 
the distribution of the sulphide constituents. L. E. Benson, J. Durand, E. Heyn, 
D. M. Levy, S. Maeda, M. Niessner, P. Oberholfer and A. Knipping, H. Patsch, 
F. Rogers, H. J. van Royen and E. Ammermann, and H. Schottky studied the 
process. The presence of sulphur in iron and steel is generally regarded as favour¬ 
able to corrosion, as in S. Weinwunn’s experiments 
with steel plates containing 1*08 per cent, of sulphur 
and 0*2 per cent, of manganese. According to 
A. L. Baikoff, the sulphur in good steel is present as 
manganese sulphide, and in S. Weinwurm's specimen 
there was not sufficient manganese to unite with all 
the sulphur. 

If the steel contains sulphides which have segre¬ 
gated, the heterogeneous metal may favour the de¬ 
velopment of local galvanic currents which stimulate 
corrosion, a subject studied by J. W. Cobb, G. Gallo, 
K. P. Grigorowitch, H. (J. Haase, G. N. Huntley, 
V. V. Kendall and E. S. Taylerson, R. Stumper, and 
S. Weinwurm. Sulphur may be oxidized to sulphuric 
acid, and this favours corrosion. G. N. Huntley men¬ 
tioned a case of the abnormal corrosion of boiler-plates 
Fio. .3.30.—The Corrosion of through the oxidation of manganese sulphide in the 
Iron - Sulphur Alloys l»y ^teel; R. Stumper also found that the rate of corrosion 
of iron is accelerated by contact with iron sulphide ; 
and G. R. Woodvine and A. L. Roberts noted that steel with segregated sulphur is 
more quickly corroded than steel free from these aggregates. H. Endo, Fig. 336, 
found the losses in grams per sq. cm., during 5 hrs\ attack at ordinary temp., with 
iron containing 0*34 to 0-42 per cent, of carbon, and 

Sulphur . 0-UHi 0-31.3 ()-.544 0-7.30 l-OOl 1-00 3-28 .5-38 jxt cent. 

rH,S04 0-01300 0 01755 0 02929 0 03454 0-09146 0-15872 0-19447 0-2.5970 

Los8<HC1 .0-01107 0-01252 0-01068 0-02080 0-0,3061 0-00559 0-09149 0-130.57 

tHNOj 0-0,3491 0-04949 0-00108 0-07792 0-0802,5 0-133.32 0-1838,3 0-20657 

A. E. Wood and co-workers, L Tronstad and J. Sejcrsted, and H, Schmidt studied 
the corrosion of steel by .soln. of sulphur, and of suljihur compounds in naphtha. 
W. (TJuertler and T. Liepus observed that iron is attacked by soln. of sodium 
sulphide in less than 24 hrs. van Brunt found that SOdium zanthate forms m 
]) rotective film of ferrous sulphide. 

According to 1 j. N. Vauquelin, iron in an aq. soln. of hydrogen sulphide in 
contact with air liberates hydrogen and turns black. Iron decomjioses dry hydrogen 
sulphide. J. B. Fournier and F. Lang observed that liquid hydrogen sulphide had 
no perce})tible action on iron at ordinary temp, for 11 years, or in 15 days at temp, 
up to 60"". .1. B. Peel and P. L. Robinson found that hydrogen sulphide reacts 

with iron above 350 , forming ferrous sulphide. S. C. Britton and co-workcrs, 
J. M. Devine and co-workers, E. Dittrich, U. R. Evans, H. J. French, H. Gruber, 
W. P. Jorissen and B. L. Ongkiehong, F. J. Kayser, H. Schmidt,. A. Schulze, 
R. Stumper, G. Tammann and W. Koster, A. White and L. F. Marek, and 
R. E. Wilson and W. H. Balke studied the rate of attack of iron by hydrogen 
sulphide. P. A. von Bonsdorf!, F. Hanaman, and U. R. Evans found that air 
containing traces of hydrogen sulphide rapidly corrodes iron. L. Biener, and 
F. Eisenstecken and L. Biener studied the mechanism of the sulphurination of 
iron by hydrogen sulphide. L. W. VoIImer and B. B. Westcott attributed the 
embrittlement of steel wire-rope, by hydrogen sulphide, to the absorption of hydrogen 
developed by the reaction H 2 S-}-Fe—FeS+2Hniwcent~'^^^w/i'^- Menzel noted 
that a pump dealing with natural brine was much corroded by the hydrogen 
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sulphide in soln.; and C, van Brunt found a pump dealing with a sulphide solu. 
wfts protected from corrosion by the formation of a film of sulphide—ride infra, 
and also the action of coal-gas on iron. J. Jahn observed that with iron in contact 
with hydrogen sulphide, at 

100“ 154“ 203“ 250“ 313° 414° 

Iron . ... 688-5 582-4 691-2 5S0-7 691-2 735-8 rngmin. 

Gain in weight . 0-3 0-4 0-9 1-7 4-8 13-8 

and H. Gruber observed with pieces of iron 60x 12 x 13 imn., 

700° H(K)^ MOO KK)0° 

Gain in weight . . 0-76 5-5 10-0 dcstroyofi 

A. E. Wood and co-workers studied the action oi soln. of hydrogen sulfihide in 
naphtha ; and E. Rupp, the optical properties of films formed by hydrogen sulphide 
on iron. E. Beutel and A. Kutzelnigg studied th(‘ sni ''ace films produced by heating 
the metal in contact with the sulphides of copper, silver, mercury, and lead. 

According to A. Lange, and A. Harpf, sulphur dioxide when dry has no action 
on iron, even at 100 °, but in the presence of moisture the metal is slightly attacked. 
The action of sulphurous acid was examined by F Schmitz, and B. Neumann and 
E. Goebel. F. Durau and V. H. Teckentnip found that the absorption of sulphur 
dioxide by electrolytic iron is a chemkail process. According to U. 11. Evans, 
when iron and steel are exposed over water sat. with sulphur dioxide, the metals 
become dark, and in 24 hrs., black. The filter-paper on which the samples rested 
acquired a rust-brown stain. The metal is soon covered with a yellowish-brown 
hydrated ferric oxide. 11. Schiff, T. N. Morris, M. T. Burton, W. H. Hatfield, 
and F. Hanaman also studied the action of sulphur dioxide. L. Losana and 
G. Ueggiani found that a mixture of ir)('()2+4C02-|-20o-f-48Nj>+traces of SO 2 
-f traces of hydrocarbons, saturated with wMter vapour at 16° to 20 \ is more 
corrosive than air. J. Jahn oliserved that iron in contact with sulphur dioxide, at 
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150 

200 

250° 

300" 

400° 

Iron 

. 748-r) 

745-5 

744-6 

749-2 

750-1 

742-4 

(Jain in weight 

0-1 

2-5 

2-5 

2-3 

2-5 

7-9 

Iron 

. 754-0 

75S 5 

758-4 

757-9 

756-9 

728-0 

Gain in w"oight 

O-I 

0 1 

0-1 

0-3 

0-4 

10-7 


P. Ghirvinsky said that the reaction 3Fe-l 8 O 2 -FeS+2FeO is exothermal and 
proceeds from left to right at fairly low" temp, A. G. Halferdahl calculated the 
free energy of the reaction 3Fe+2SO.> -Fe‘j() 4 -fS 2 to be —61,000 cals, at 600°, 
and -26,700 cals, at 1400°; and for“ 4Fei 3 S 02 "- 2 Fe 203 -f 1 ^ 82 , -76,200 cals, 
at 600° and - 18,UK) cals, at 14(KG. F. Schmitz found that the los.ses with 
sulphurous acid hy 0*06, 0-42, and 0-92 per cent, carbon steel, 20x20x10 mm. 
with a 4 mm. hole, were respectively 20*630, 2*580, and 1*940 per cent, during 
180 hrs’. attack. J. Rothe and F. W. Hinrichsen studied the action of sulphurous 
acid on iron. A. Lange found that liquid sulphur dioxide has little action on iron 
at ordinary temp., but under compression, or in the presence of moisture, the 
corrosion is appreciable. The corrosive action of town air, the air uf railway 
tunnels, and smoke, all contaminated with sulphur dioxide, was discussed by 

R. G. Brenner, A. W. Garpenter, A. S. Gushman, S. L. Foster, L. de Gaetani, 

S. W. Griffin and W. W. Skinner, 0. Haehnel, P. Longmuir, D. Meneghini, E. A. and 
L. T. Richardson, S. Rideal, J. Rothe and F. W. Hinrichsen, P. Siedler, and 
W. H. J. Vernon. The corrosive action of sulphurous acid on metals was studied 
by J. Uhl, and P. Schweitzer. P. Nicolardot studied the action of the acid on 
iron. H. J. Braun observed that wrought iron is sufficiently resistant to the 
action of flaosulphonic acid at 0°, 130°, and 150° that it can be employed for the 
retorts in manufacturing the acid. H. Moissan and P. Lebeau found that sulphuryl 
fluoride has no action on iron even at a red-heat. F. Wohler said that liquid 
sulphur monochloride acts slowly on iron, but H. E. Patten observed no reaction ; 
the subject was discus.sed by R. Dittmar, P. Nicolardot, B. W. Dunn, and 
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E. H. Harvey. K. Baiidrinioiit found that boiling sulphur monochloride slowly 
attacks iron reduced by hydrogen, forming ferric chloride. P. Nicolardot said 
that the presence of nickel, silicon, chromium, or tungsten makes the iron more 
resistant to the attack. N. Domanicky found that the presence of ether accelerates 
the attack of iron by sulphur monochloride. H. B. North found that sulphoryl 
chloride acts on iron at an elevated temp., forming crystals of ferric chloride; and 
E. Fromm observed that a soln. of sulphuryl chloride in absolute ether does not 
act on iron. H. E. Patten observed that with thionyl chloride, iron is coated 
black. H. B. North and A. M. Hageman found that in sealed tubes at 150° to 
200 °, with thionyl chloride in excess, the reaction can be symbolized : 
2 Fe+4S0Ck~2FeCl3+2S02+S2Clo: and if the metal is in excess: 

3 Fe+2S0Cl2=2FeCl2+FeS4-S02. “K. Oma gave 2Fe f 2S0Cl2-2FeCl2+S+S02. 

The action of sulphuric acid on iron resembles in many respects the action of 
hydrochloric acid— vide supra^ hydrochloric acid. It was discussed by J. W. Priestley 
at the beginning of the nineteenth century, and later by C. J. B. Karsten, and 
others—vide 5. 39, 20. Sulphuric acid in all stages of dilution attacks iron ; and in 
the case of the dil. acid, hot or cold, hydrogen is evolved; but, according to M. Ber- 
thelot, the cone, acid furnishes hydrogen in the cold, and at temp, exceeding 160° 
sulphur dioxide is the main product. R. H. Adie said that sulphur dioxide appears 
at 220°, and that no hydrogen sulphide is formed. P. Hart found that the finely- 
divided metal at 200° yields sulphur dioxide with sulphuric acid of sp. gr. 1*75. 
A. Ditte studied the products of the reaction with the cone. acid. C. W. R. Powell 
observed that the slow action of the cone, acid on iron at 25° to 30° furnishes 
ferrous sulphate—mostly anhydrous—sulphur dioxide, hydrogen, and water; and 
C. E. Fawsitt and C. W. R. Powell found that at 180° the sulphur dioxide which 
is evolved contains a small proportion of hydrogen sulphide, but no hydrogen. 
In general, cold or hot 61 per cent, acid furnishes hydrogen ; but at higher con¬ 
centrations sulphur dioxide, hydrogen sulphide and sulphur are formed. The 
92 per cent, acid has very little action on iron: the action increases with increasing 
dilution ; at 130° to 150° the 92 per cent, acid furnishes hydrogen and sulphur 
dioxide : the proportion of hydrogen decreases as the temp, rises to 250°. Sulphur 
begins to separate at about 210°. H. Endo found that the effect of oxygen dis¬ 
solved in the acid is practically negligible with 95 per cent, sulphuric acid, but 
with decreasing concentration of the acid the effect increases until, with a 5 per 
cent, acid, the rate of corrosion is over fourteen times as fast as it is with a soln. 
free from dissolved oxygen. Observations were made by M. Ballay, S. C. Bate, 
C. F. Burgess and S. G. Engle, W. H. Creutzfeldt, G. Delbart, A. Ditte, V. Duffek, 
J. A. N. Friend and J. H. Dennett, R. Girard, L. F. Girardet and T. R. Kou, 
M. Centnerszwer and M. Straumanis, J. J. Healy, Y. N. Kojhevnikoff, J. Zamaron, 
W. Guertler and T. Liepus, W. H. Hatfield,' G. W. Heise and A. Clemente, 
A. d’Heureuse, A. Larsson, B. Sandrock, J. Sauvageot and L. Lauprete, F. E. Thom¬ 
son, W. M. Thornton and J. A. Harle, Y. Utida and M. Saito, G. W. Whitman and 
co-workers, M. Schunkert, and Y, Yamamoto. The speed of the dissolution of 
iron in dil. sulphuric acid was studied by C. M. Guldberg and P. Waage, 
G. Tammann and F. Neubert, and A. de Hemptinne. H. Bablik compared the 
speeds of attack by sulphuric and hydrochloric acids. C. Bizio discussed the 
action of fuming sulphuric acid on iron. H. Endo found the loss in grams per 
sq. cm. during 5 hrs'. action, at 25°, to be : 

H 0 SO 4 5 10 15 20 25 80 per eent. 

Loss 0000009 0*000807 0*001250 0*008857 0*010840 0*030048 

('. G. Fink and C. M. Decroly found that the loss of electrolytic iron in milligrams 
per sq. dm. per 24 hrs., with sulphuric acid of the percentage concentration : 

H,S 04 .5 10 25 60 75 , 90 per cent. 

Loss . 3300 4020 16,200 2300 350 1120 
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J. 1. Crabtree and G. E. Matthews observed a loss of 11*4 grins, per KKJ sq. in. per 
day in 5 per cent, sulphuric acid. W. Eaubuis observed that electrolytic iron 
dissolves in sulphuric acid of different concentrations with characteristic velocities ; 
there is a well-defined period of induction, which is more marked than is the case 
with hydrochloric acid. Both the smooth and rough metal dissolve actively; 
cathodic polarization makes no appreciable difference to the rate of dissolution, 
but anodic polarization passivates the metal. The addition of hydrochloric acid 
to sulphuric acid lowers the speed of the reaction, and the addition of halides to 
the sulphuric acid lowers the speed of dissolution of the metal, as is also tlie case 
with hydrochloric acid. The addition of oxidizing agents accelerates the speed 
of dissolution of the metal. W. Palmaer found that the jieriod of induction is longer 
the slower the speed of dissolution of the metal. The subject is further discussed 
in connection with the corrosion of iron. G. Tammann and co-workers observed 
the effect of the hydrogen press, on the rate of dissolution of iron in sulphuric acid. 

F. Schmitz found that the losses with O-Ofi, 042, and 0-92 per cent, carbon 
steel, 20x20x10 mm. with a 4 mm. hole, in sulphurk acid (1 : 10), were, respec¬ 
tively, 1*560, 2*740, and 54*920 per cent, during 180 hrs., and with cone, acid, 
respectively, 0*130, 0*145, and 0*110 per cent. B. Garre studied the effect of cold- 
work—torsion or tension—on the solubility of iron in dil. sulphuric acid, and 
some of his results are summarized in Fig. 337. W. Roster represented the in¬ 
fluence of quenching and annealing on the solubility of iron with 0*1 per cent, of 
carbon in dil. sulphuric acid by Fig. 338. According to A. J. Hale and H. S. Foster, 



Fio. 337.—The Ettect <^f Torsion on the 
Solubility of Iron in Dilute Sulphurie 
Acid. 



Quenching or anneal/ng f-^nperaturr 


Fig. 338.—The Effect of Heat-treatment 
on the Solubility of Iron in Dilute Sul¬ 
phuric .4cid. 


with a sq. dm. of cast iron and wrought iron, at 17"^ to 20°, and 0‘2iV-H2k5O4, the 
losses were respectively 2*8 and 0*35 grins, with a litre of acid in 4 hrs. , respectivelv 
16*0 and 17*0 grins, with half a litre of acid ])er day for 7 days; and 3*2 and 
3-3 grms. with half a litre of acid in 28 days. 

B. Lambert and J. C. Thomson found that the purified metal is very little 
affected by cold, dil. sulphuric acid, but dissolution readily occurs when the acid 
IS warm. (\mc. sulphuric acid has very little action on cast iron, hot or 
provided access of air is excluded, for the moisture absorbed would dilute the acid 
and make it act more strongly. G. Lunge investigated the subject, and found 
with various samples of cast iron at 20°, 100°, and 295°, the average losses, 
per sq. cm. per hour, were respectively 0*021, 0*095, and 0*113 with an acid o 
sp. gr. 1*840; at 20°, 100°, and 200°, with an acid of sp. gr. 1*710, 0*018, 0*149, 
and 2*096 grins.; and at 20°, 100°, and 147°, with an acid of sp. gr. 1*530, 0*026, 
0*300, and 1*564 grms. The general results showed that all acids down to sp. gr. 
1*530 have very little action on cast iron at ordinary temp. ; the action is stronger 
at 100°, and still more pronounced at the b.p. of the acid. Mith monoh}drate( 
sulphuric acid the losses in grams per sq. cm. with cast iron and wrought iron wen 
0*062 and 0*056 respectively in 6 days at 20°, and respectively 0*015 and 0*0JJ in 
2 hrs. at 100°. Wrought iron is more susceptible to attack than cast iron, but at 
ordinary temp, it resists cone, sulphuric acid down to a little below fP* S^* ^ 

1 *7000. If moisture be absorbed from the air the acid may become more dilute, and 
a strong corrosive action may occur. R. Knietsch obtained the following osses, 
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in grms. per aq. metre per hour, during 72 hrs’. action at 18° to 20 , with the 


exclusion of air: 

Per cent. H-SO. 

Cast iron 

MIM .steel 

Puddled iron 

48-8 

0-2177 

- 

— 

61*2 

0-1610 

- 

0-3032 

67-7 

0-0847 

- 

0-0789 

73-4 

0-0662 


0*0623 

79*7 

0-1560 

— 

0-1169 

83-7 

0-1388 

- 

0-1052 

85-1 

0-1306 


0-1034 

88-2 

0-16.36 


0-1417 

90() 

0-1760 

- 

0-1339 

92-0 

0-0983 

— 

0-1040 

93-0 

0-0736 

0 0987 

0-0865 

94-3 

0-0723 

0-09S7 

0-0708 

95-4 

0-1274 

0-0933 

0-1209 

96-8 

0-1013 

0-081.5 

0-0988 

98-4 

0-0681 

0-0.533 

0-0655 

98 7 

0-0589 

0-0509 

0-0570 

99-2 

0-0568 

0-0418 

0-0504 

99-30 

0-057 

0-042 

0-050 

99-50 

0-060 

0-038 

0-049 

99-77 

0-066 

0-042 

0-049 

l(H)-00 

0-087 

0-088 

0-076 


This shows that whilst dil. sulphuric acid readily attacks cast iron, the cone, acid 
does not attack it to any great extent until the acid exceeds the cone, represented 
by H2SO4. Thus, R. 0. Davis found that the acid of sp. gr. 1*45 is very corrosive; 
the metal is but little attacked by an acid of sp. gr. 1*41), and the action is in¬ 
appreciable with an acid of sp. gr. 1*50 to 1*55. With wrought iron, however, all 
concentrations are active until the cone, exceeds that required by the formula 
H2SO4 by some 27 per cent. Hence, added R. Knietsch, whilst cast-iron vessels 
are suitable for the preparation of hydrated sulphuric acid, it is dangerous to 
employ them for the fuming acid. W. H. Hatfield treated cylinders of iron, approxi¬ 
mately 0*5 in. diam. and weighing about 50 grins., with aliout 85 c.c. of acid at 
15", and expressed the losses in grins, per sq. (‘in. per 24 hrs. ; he found : 



A-H 2 S 04 


10 

L*.') r»0 jx-r (eiit. HjSO 

IClectrolytic iron 

. 0-0057 

- 

0-0068 


Arnico iron 

. 0-0099 

- 

0-0152 


Knjjjlish wrought iron 

. 0-1452 

- 

0-3610 


1 15 


0 1,353 


0-2027 0-0020 

8tccl, 0-29 40^ 


0-4004 

- 

0-8226 0-0060 

i)er (ent. C j 60" 


0-4495 


1-2652 0-0105 

180 


0-4958 


1-2741 0-0112 


Many other observations have been made on the relative resistance of cast iron, 
wrought iron, and steel to sulphuric acid -e.g. by J. Aston and (\ F. Burgess, 
(jr. Delbart, H. Edwards, U. H. Evans, J. A. N. Friend, J. A. N. Friend and 
C. W. Marshall, L. (Iruner, E. Heyn and O. Bauer, and J. Sauvageot and L. Lau- 
prHe —vide infra, corrosion. Jj. Aitchison, T. Andrews, P. Bardenheuer and 
K L Zeyen, 0. Bauer, R. A. Hadfield and J. A. N. Friend, P. Kdtzschke and 
E. Piwowarsky, E. Piwowarsky, W. Schreck, and T. Turner studied the influence 
of carbon. H. Endo showed that with .steel having from 0*1 to 1*3 per cent, of 
carbon, the rate of action increases almost linearly with increasing proportions of 
carbon. F. Robin found that the solubility of steel in dil. sulphuric acid increases 
with the temp, of forging. For high-carbon steels, the maximum is at 300°; and 
with soft st'*els, 10()° to 200°. The solubility diminishes rapidly with steels forged 
between 4(X)^ to 600°, and attains a minimum at 700° with soft steeU, and at 800° 
with hard steels. For the effect of cold-work—twisting or bending- -on the rate 
of dissolution of the metal, mde infra. 

F. J. Daniell, and W. H. Johnson found that both iron and steel frequently 
become brittle after exposure for a short time to acid attack, rind I). Sevoz, and 




0. Reynolds attributed this to the presence oi occluded hydrogen; and J. H. Andrew 
added that the hydrogen is absorbed by the intercrystalline cement and the result- 
ing expansion forces the crystals apart and reduces their cohesion —vide ifijra. 
A. Ledebur observed that cast iron is not so sensitive as wrought iron, possibly 
owing to the altered solubility of hydrogen; when the container is in contact with 
fuming sulphuric acid, it is liable to burst or disintegrate, often with a loud noise. 
It is assumed that the acid penetrates the pores of the metal, liberating sulphur 
dioxide, hydrogen sulphide, and even carbon dioxide, which remain in the metal 
under high press., ultimately leading to rupture. Tlie sulphur dioxide and hydrogen 
sulphide can be detected in the fractured metal by their odour. A. C. ('umming 
also noted a similar disruption with cast-iron vessels containing a mixture of 
sulphuric and nitric acids. It was concluded that crystals of salts forming in the 
interior of the iron were responsible for the disruption. T. F. Banigan found that 
cast-iron pipes and malleable castings frequently crack, without corrosion, after 
long exposure to sulphur trioxide fumes. Amorphous silicon alloyed with iron is 
rapidly oxidized by 15 per cent, oleum, but not by 9b per cent, sulphuric acid. 
Silicon carbide is not affected. The cracking is attributed to the effect of internal 
strains due to the increase in vol. of the particles of silicon when oxidized to silica. 

J. A. N. Friend gave the following results for the effect of increasing concentra¬ 
tions of Hulj)huric acid on mild steel and grey cast iron under comparable conditions. 
The specimens measured 4*5 x0*8x0-b5 cms., they weighed 22 grins., and were in 
contact with 500 c.c. of acid for 8 hrs. at 15 , when the losses were 


HjSO^ . 

. 0 

()-5A^ 


2.V- 

3.V- 

iN- 

5iV. 

('uHt iron 

. 0-0245 

7-597 

9-4(»3 

10-77 

10-47 

9-90 

9-5 

Mild st<*el 

. 0-0083 

0-334 

0*524 

0-705 

0-994 

1-241 

1 -500 


The attack on cast iron rises to a maximum and then falls ; the cone, of the acid 
producing the maximum effect varies with different varieties of cast iron. The 
rate of dissolution of steel rises steadily with the cone, of the acid, and shows no 
maximum in the range examined. .1. E. Stead attributed the fall in the rate of 
dissolution of the cast iron to the formation of a protective layer of sulphate which 
is not dissolved by the cone. acid. This agrees with the results of A. Larsson, 
but it does not explain why the same ]>henomenon does not occur with steel. 
M. P. Applebey and S. H. Wilkes, and L. McCulloch also attributed the passivity 
of iron in sulphuric acid to a him of sparingly-soliible sulphate. M. Mugdan said 
that the resistance of iron to cone, sulphuric acid is due to its assuming the 
passive state {q.v.), (T W. Heise and A. (’lemente observed that iron becomes 
passive in sulphuric acid when 10 grins, potassium dichromate per litre are present 
in 0-5yV-H2SO4; 50 grins. ])(*r litre m .V-lLSOj ; and in 2.Y-H2^04 a passive state 
was not attained. 

L. Aitchisoii found that the effect (d carbon in steel exposed to 1 per cent, 
sulphuric, acid is such that the losses in gram> per KK) sq. cm. in 77 days in the 
dark are as follow, and ^imilariv with 10 per cent, sulphuric acid during 45 days’ 
action in the dark : 


Carbon 


. 007 

0-19 

0-50 

o-os 

0-89 1-25 

1-40 ])er cent. 


1 per cent. 

2-8S 

3-48 

3-34 

4-15 

4-25 4-38 

0-05 

, 10 i)or cent. 

. 7-02 

7-15 

4-57 

0-90 

10*82 3*57 

4-90 


A. Sieverts and P. Lueg observed that the inhibitory agents discuissed above 
in connection with hydrochloric acid act similarly with sulphuric acid. Recom¬ 
mendations have been made at various times to retard the evolution of hydrogen— 
acid mist- in the pickling of iron by an acid, and prevent the embrittlement of 
the metal by hydrogen. Thus, S. E. Grove recommended nitre-cake, sumac, and 
water; S. W. Griffin, 1 ])er cent, of formaldehyde and hydrochloric acid; 
T. L. Bailey, glue, dextrin, glucose, and jelly ; 0. Vogel, 1 to 2 per cent, of anthra¬ 
cene residues, waste sulpliite lye, crude anthracene, products obtained in the dry 
distillation of coal, and quinolinic derivatives ; H. N. Holmes, 0-2 per cent, of 
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lommldehvde, benzaldehyde, furfural, and acetaldehyde; and J. 0. Schmidt mid 
H. R. Lee thiourea and substituted ureas. 0. P. Matts found that with 19 per 
cent, sulphuric acid, at 30°, HCl, HBr, HF, Na 3 As 04 , AsolSOJs, KF, KBr, KJ, 
NH 4 CI, NaCl, HgCla, HgS 04 , SnClj. NaaSnOg, MnCIo, hydroquinone, 

and resorcin acted as retarding agents; KNO 3 , KClOg, (/USO 4 , AglTOg, Ag 2 S 04 , 
HgNOg, CrOg, CrClg, K 2 Cr 04 , KaCrjO,, Bi 2 (S 04 ) 3 , KMn 04 , and I t0l4 acted as 
accelerating agents; whilst K 2 SO 4 , (NH 4 ) 2 S 04 , H 3 BO 3 , Sl) 2 (^^ 04 ) 3 , and citric acid 
had no perceptible effect. W. H. Creiitzfeldt noted the retarding action of various 
organic substances, tar, oil, etc.; and W. S. Oalcott and I. E. Lee, of thiophenol, 
thio-^-naphthol, benzylmercaptan, isoamylmercaptan, or isopropylmercaptan in 
proportions of the order of 0*03 per cent. The subject was discussed by L Apati, 
H. Babble, G. Batta and E. Leclerc, E. L. Chappell and P. C. Ely, G. W. Einlen, 
J. E. Hansen and G. S. Lindsay, M. Omerz, H. Pirak and W. Wenzel, F. H. Khodes 
and W. E. Kuhn, A. Sieverts and P. Lueg, F. N. Speller and E. L. Chappell, 
H. Staley, H. Sutton, K. Taussig, A. 1). Turnbull, and J. C. Warner. According 
to A. D. Turnbull, carbohydrates like sugar or starch have a good influence on 
retarding the action of dil. sulphuric acid on iron. With cellulose, there is a 
reaction between water: CeHio 05 +H 20 =C 6 ni 206 ; and the cellulose acts as 
an inhibitor. J. G. Schmidt and H. R. Lee observed that thiourea acts as an 


inhibitor of the action of sulphuric acid on iron. The Newport Co. found that 
1 per cent, or less of thiourea or its substitution derivatives prevents or retards the 
action. J. C. Warner found that the rate of dissolution of iron in an aq. soln. may 
be diminished not only by substances which produce jiassivity at anodic areas, 
but also by substances which increase the hydrogen overvoltage at cathodic areas. 
This inference is supported by observations on the effect of gelatin, petroleum 
bases, and coal-tar bases on the rate of dissolution of a low-carbon iron in dil. 
sulphuric acid and on the hydrogen overvoltage at the metal surface in this soln. ; 
but aniline and quinoline, which definitely retard dissolution, actually lower the 
hydrogen overvoltage measured at 10 milliamps. per sq. cm. Overvoltage measure¬ 
ments at lower current densities might remove this anomaly. 0. Vogel found 
many nitrogen ring compounds act as retarders. F. H. Khodes and W. E. Kuhn 
examined the inhibitory action of some heterocyclic compounds of nitrogen on the 
attack of iron by sulphuric acid : 


ToluMine, triethanolamine, aniline, pyridine, picoline, piperidine, liitidine, eollitline, 
8-hydroxyquinoline, quinoline, phenylquinoline, 2-inetliyIquinolino (quinaldine), crude 
quinaldine, 6-inethylquinoline, 2,4-diinethylquinoline. pyrrole, acridine, diqiiinolyl, 
diquinolylmethane, dimethyldiquinolyl, ^-naphthoquinoline, methylacridinc, 3,H-diaininc)- 
iicridino, phenylacridine, 3,6-dimethyl-2, 7-diaminoacridine ethyl chloridt‘, 3,(i-diinethyl- 
2,7-diethyldiaminoacridine hydrochloride, benzidine, a*naphthylamine, plienyldinaphth- 
acridine, a, ;3-dinaphthacridinp, fluorenenaphthacridine, ;8,j8-(iinapht)iacridine, a,a-di- 
naphthaoridine, and diphenanthracridine. 


They concluded that the inhibitory effect increased with the mol. wt. and also 
with the introduction of a methyl, phenyl, or amino-group. Thus, in such a series 
as pyridine-quinoline-acridine the increase in the number of rings in the molecule 
was accompanied by a regular increase in effect, and in the series pyridine-lutidine- 
picoline-collidine the introduction of a single additional methyl group increased 
the inhibiting action of the compound by nearly 25 per cent; Hydroxyl groups 
decreased the inhibiting action, and the most efficient of all the compounds studied 
were those containing several alkyl and amino-groups substituted in an acridine 
nucleus ; thus, 3 : 7-diamino-2 : 8 -dimethyl-acridinuin ethochloride and hydro¬ 
chloride. The addition of a specific inhibitor to an acid electrolyte increased the 
film resistance, and it is indicated that the protective action is due to some specific 
property of the observed film and not solely to the increased resistance offered. 
L. Heilbronn used an inhibitor, a peptone and formol; J. H. Gravell and A. Douty, 
a thiocyanate ; J. H. Gravell, anhydroformaldehydeaniline, thiocarbonilide, or 
thionex ; L. J. Christmann, tetramethvldiaminodiphenyl disulphide ; J. G. Vignos, 
sulphated arylthiazole compounds; and E. I. du Pont de Nemours, a product of 
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fche action of an aldehyde and an amine, and carbon disulphide, e.g. OH3.CO.H, or 
rflHsNHg and CSg. M. Hartmann and W. Klarer used as inhibitors of the reaction 
the products obtained by condensing aldehydes, ketones, and suitable acid chlorides 
like phosgene with aromatic amino- or iiitro-compounds with subsequent reduction, 
e.g. diaminodiphenylmethane, diaminoditolylmetbane, and dianiinonaphthyl- 
luethane, or the corresponding symmetrical and unsymmetrical, primary or 
secondary nitrogen-substitution products, e.g. 4, 4'-tetramethyldiaminodiphenyl- 
inethaiie. Further, they employed the corresponding products which may be 
obtained with acetaldehyde, or acetone instead of with formaldehyde ; ketones 
such as 4, 4'-tetrametliyldiamiuobenzophenone, also tb.e tripheiiylmethane, or, 
quite generally, the leuco-rompounds of the triaryliuethane dyes containing amino' 
groups, such as leuco-crystal-violet, or leuco-maiacliite-green, or the correspond- 
ing quaternary ammonium bases of all these compounds. T. W. Bartram and 
1 ). H. Tomkins, and J. G. Kchmidt used a complex aldehyde; L. B. Sebrell, 
tri t h iof ormaldehyde. 

G. Walpert found that the rate of dissolution of iron and the electrode in 
8 iV’-HoS 04 was depressed by the addition of hydrochloric acid, and the period of 
induction is augmented. The rate of dissolution of the iron in cone, sulphuric 
acid is depressed more by the addition of iodides than with bromides, and with 
bromides more than with chlorides. The effect with dil. sulphuric acid is small. 
The addition of the aliphatic acids also retards the rate of dissolution, and this in 
the order: formic acid, acetic acid, propionic acid, and butyric acid. Substances 
with a high mol. wi:., like gelatin and methyl violet, also reduce the speed of the 
reaction. The ])hcnoinena arc attributed to the adsorption of the foreign substance 
on the surface of the metal being dissolved. 

Tlie effect of the inhibitor quinoline ethiodide on the evolution of hydrogen 
from various kinds of iron, and also the cathode potential was studied by K. L. Chap¬ 
pell and co-workers. The results on the evolution of hydrogen from steel in 
XV-II 2 SO 4 with different juoportions of quinoline ethiodide, at 60°, are indicated in 
Fig. 339, and the effect on the cathode potential of Armco iron at 25°, in Fig. 340. 



Kic,. I’ho KtTeot of Inhibitors 

oil tho Ev'olution of Hydrogen. 



Cd(Wp density - ^dhdmp per sq cm 
Fio. 340.—The F^ffect of Inhibitors on 
the Cathode Potential. 


The inhibitor has little effect on the anode potential, and a marked effect on the 
hydrogen overvoltage. It is therefore concluded that the effect produced is the 
result of cathode reactions. With a constant density of 10 niilliamperes per sq. 
cm., iV-H 2 S 04 , and solii. with 0*0 and 0*4 grm. quinoline ethiodide per litre at 25°, 
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E. L. Chappeil and co-workers also observed the effect of various inhibitors, 0’70 
grin, per litre, on the evolution of hydrogen -v c.c. per sq. cm. per minute—with 
iV-HoSO^ and steel; as well as the cathode potential, A' volt, with a current density 
of 9’1 milliamperes per sq. cm., at 60^^. 
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The effect of alkaloids like brucine on the overvoltage of metals was indicated by 
J. I. Crabtree, and M. le Blanc; organic quinine and quinoline bases, by A. Mazzuc- 
chelli; colloids like gum and gelatine, by N. Tsgarisheff and S. Berkmann, and 
C. Marie and R. Audibert; and arsenious acid, potassium cyanide, hydrogen 
sulphide, brucine, and quinine, by N. Tsgarisheff and E. Koldaeva. 

W. Rohn showed that with 10 per cent, (‘old sulphuric acid, purified, uiiannealed 
iron loses 0*06 grm. per sq. dm. in 1 hr., and 1*1 grm. in 24 hrs. ; and 21-7 grms. 
per sq. dm. are lost in 1 hr. in the hot acid. The attack on annealed iron is less 
vigorous. According to G. J. Burch and J. W. Dodgson, iron in contact with 
silicon in sulphuric acid of sp. gr. 1-84 hastens the dissolution. The resistance to 
sulphuric acid offered by iron containing silicon, etc., w’as discussed by A. Ricevuto, 
R. Irmann, D. F. McFarland and 0. E. Harder, F. Schmitz, L. Aitchison, etc.- - 
ride the corrosion of iron and steel. (\ E. Fawsitt and A. A. Pain observed that 
with 5 grms. of steel exposing a surface of 36 sq. cm., at 30”, for 28 days, the average 
vol. of gas evolved in c.c. per hr. per s(|. dcm. of steel surface, and the loss of 
weight in grams in 28 days, were : 
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According to W. D. Richardson, grey cast iron, containing graphite, is more 
readily attacked by A-H 2 S ()4 than oj)eii-liearth iron, but the corrosion of the latter 
in greatly accelerated if a trace of }>latmuni salt be added so as to produce a little 
platinum in contact with the iron. The losses in grams per hour, from ))lates 
15 cm. square, at 16”, with open-hearth iron and cast iron, were respectively 0*76 
and 8*9 grms. without platinum, and 15*5 and 9-6 grms. with platinum. 
W. D. Richardson observed that with normal acids at about 16°, the average 
attack per hour : 
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He also found that the action was nut stimulated by the presence of copper or silver 
salts, although 0. J^. Watts and H. (’. Knapp observed that the action of the acid 
is accelerated by the presence of these salts. 0. I^. Watts and N. D. Whipple 
found that the presence of arsenic in dil. sulpliuric acid greatly reduces the corrosion 
for the same reason as that indicated in connection with hydrochloric acid ; whilst 
the presence of hydrogen dioxide hastened the rate of attack. H. Anthes discussed 
the evolution of arsine under these conditions. For E. Heyn and 0. Bauer s 
ober cat ions on the effect of carbon in steel on the corrosion by dil. sulphuric acid, 
vide infra, Fig. 394. C. E. Fawsitt and i\ W. R. Powell, from a study of the 
action of sulphuric acid on iron and steel, concluded that cone, sulphuric acid 
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acts at the ordinary temp, on steel and on some kinds of cast iron, the products 
being ferrous sulphate and hydrogen with a small quantity of sulphur dioxide 
The reaction proceeds more rapidly with rise of temp., and the gaseous }>rodiu>ts 
at 180'’ are sulphur dioxide with occasional small quantities of sulphuretted 
hydrogen, but no hydrogen. The rate is increased, on the average, about three 
times for each 10° rise of temp. The rate of reaction depends on the cone, of tln‘ 
acid, but for small dilutions the ratio of hydrogen to sulphur dioxide in the mixture 
of gases evolved remains almost unchanged. Although the rate of reaction depends 
to a certain extent on the composition of the sample of iron, as indicated by the 
large difference between steel wire and pig-iron, an important factor governing 
the reaction with any one sample appears to be the condition of the surface of the 
iron. C. E. Fawsitt found that at 3()° with 91*5 per cent, acid, steel lost in 4 days 
0-068 grni., and if mercury was in contact with the steel, 0-061 grm. ; at 25° and 
with 91-5 per cent, acid, in 11 days the loss was 0-134 grm., and witli platinum 
and aluminium respectively in contact with the steel, the losses were 0-123 and 
0-071 grm. ; and with 96-3 per cent, acid, at 250°, the loss was 0-048 grm. in 27 
days; and if platinum and aluminium were in contact with the steel, the losses 
were respectively 0-048 and 0-055 grm. C. E. Faw^tt and A. A. Pain found that 
the differences in the electrochemical behaviour show that no real similarity exists 
between iron which is slowly dis.solving in cone, sulphuric acid and iron rendered 
“ passive " by dipping into nitric acid. The action of the acid produces a form 
of ferrous sulphate monohydrate on the surface of the iron, which causes the 
slowing down or cessation of the r(‘action. In general, increasing dilution of the 
acid with water results in greater reactivity, but certain anomalies were observed 
in this respect, notably that 89-3 per cent, acid had considerably less action on the 
metal than 94 jier cent., 90-9 per cent., 87*9 per cent., or 85 ]>er cent. acid. The 
solvent effect is in all cases noticeably increased by shaking the vessel containing 
the acid and the metal. K. J. K. Parulla rejiorted that cast-iron nitre-pots with¬ 
stand the action of sulphuric acid and nitrous and nitric acids in a glowing furnace 
for months, and sometimes years : J. E. Stead attributed this to the formation 
of a protecting layer of ferrous sulphate insoluble in the hot, cone. aeid. The 
resistance offered by the silicon-iron and other alloys (q.r.) to the action of sul})huric 
acid was discussed by J. W. Parkes. 

J. AV. Turrentine, and M. (i. Levi and co-workers found that iron dissolves in 
a soln. of ammoniuiu persulphate, forming ferrous sulphate, a portion of wliicli 
undergoes further oxidation. The reaction was studied by (i. Tammann and 
F. Neubert. 0. Aschaii and G, V. Petrelius found that with soln. of ammonium, 
potassium and sodium persulphates iron dissolves, forming the complex salts 
(NH 4 )oFe(So 0 g). 6 H 20 , K 2 Fe(S 20 j,). 6 H 20 , and Na 2 Fe(S 20 H). 4 H 2 (), respectively. 
.1. 1. Crabtree and G. E. Matthews observed that iron is attacked by sodium thio¬ 
sulphate, and the photographic tixing-bath is diseoloureil. E. Beutel and A. Kutzel- 
mgg observed that with a boiling soln. of sodium thiosulphate and lead acetate, 
iron acquires a sequence of colours from yellow to steel-blue owing to the formation 
of a film of lead sulphide. 

(.\ F. Burgess and J. Aston found that the presence of 0-017 per cent, of selenium 
in iron reduced the attack by 20 per cent, sulphuric acid, but increased its tendency 
to atmospheric corrosion. A, E. H. Tutton found that selenic acid dissolves iron, 
forming ferrous selenate and a deposit of selenium which hinders the action of 
the acid on the metal; no hydrogen is evolved, and the selenium is presumably 
formed by the reaction : 3 H 24 -H 28 e ()4 - 4 H 20 -i- 8 e ; so that the resultant equation 
is 3 Fe+ 4 H 28 e 04 - 3 FeSe 04 +Se+ 4 H 20 . For the action of selenium, vide the 
•^elenides- lO. 58, 7. G. Tammann and K. Schaarwachter found that the attack 
of iron by selenium begins about 200 °, and quickly attains a inaxirnuin speed. 
The alloys were studied by H. Fleek, and A. L. Norbury ; and the effect of 
iron on the photoelectric jiroperties, by F. H. (^onstable and A. h. H. Ward. 
For the action of tellurium, sec the tellurides— 11. 59, 7. G. Tammann and 
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K. Schaarwachter observed that tellurium begins to attack iron at about 
446°, and the action becomes very rapid soon afterwards. N. Ageeff and 
M. Zamotorin studied the difEusion of tellurium in iron. G. B. Waterhouse and 
I. N. Zavarinc observed that steel with 0-12 per cent, of tellurium has a lower 
ductility than normal steel. C. F. Burgess and J. Aston discussed the working 
properties of iron with a small proportion of selenium. Iron decomposes dry 
hydrogen selenide, as well as hydrogen tellnride. J. B. Peel and P. 1j. Robinson 
found that hydrogen selenide reacts with iron at 750°, forming ferrous selenide. 
V. Lenher found that iron when heated in a sealed tube witli selenium oxybromide 
is attacked, forming iron bromide and selenium monobromide ; and V. Lenher 
and C.* H. Kao found that the metal is attacked by selenium monochloride. 

The absorption of nitrogen by iron has been discussed in connection with 
Table XLVII, and also from the point of view of the nitrides- 8 . 40, 12. F. Durau 
and C. H. Teckentrup ^ showed that the absorption of 
nitrogen by electrolytic iron is a process of adsorption. 
T. Graham, and A. Wehrle obtained the gjis from iron. 
One group of observers —E. Baiir and G. L. Voerman, 
G. Charpy and S. Bonnerot, G. J. Fowler, W. Franken- 
burger and K. Mayrhofer, A. Mittasch and W. Franken- 
burger, H. Hardtung, W. Herwig, A. Ledebur. E. B. Max- 
ted, P. Oberhoffer and A. Beutell, 1. I. Shukoff, 
J. K. Smith, C. Stahlschmidt, and N. Tschischewsky - 
could not detect any marked adsorption of molecular 
nitrogen by iron at teiu]). ranging up to 8(K)°, and at a 
—The Solubility pregg. up to 205 atm.; another group ~F. Briegler and 
o jtrogeu in a- ron. Geiither, C. Despretz, W. A. Dew and H. S. Taylor, 

E. Fremy, K. Iwase, E. Martin, E. Jurisch, A. F. Benton and co-workers, 
E. B. Maxted, W. Moldenhauer and F. Groebe, A. Sieverts, A. Sieverts and 
P. Beckmann, E. W. R. Steacie and F. M. G. Johnson, H. S. Taylor and 
R. M. Burns, J. G, Thompson and E. H. Hamilton, H. Wolfram, and F. Wiist and 
J. Duhr—found that nitrogen is absorbed under these 
conditions. E. Jurisch inclined to the opinion that the 
discordant conclusions arc due to the iron absorbing 
nitrogen only at a temp, exceeding 850° ; G. Tammann, 
to the formation of an impervious film of nitride on the 
surface of the metal ; and W. Frankenburger and co¬ 
workers, to the absorjition with pure iron being dejiendent 
on its structure, which, in turn, depends on its mode of 
preparation; it is further supposerl that the nitrogen is 
absorbed only at particularly active parts of tlie surface 
and is thence able to pass to the interior with com¬ 
mercial iron, the impurities present can take up nitrogen 
directly, and then deliver it up to the iron. E. Martin's 
results agree with those of A. .Sieverts, Fig. 343, and not 
A. Fry's results are shown in Fig. 342. There is another 
difference in the case of the results of E. Jurisch, and K. Iwase. As indicated 
previously, 8 . 49, 12, the percentage amount of nitrogen taken up by the metal 
at different temp, is, according to E. Jurisch : 
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so that in both cases the nitrogen absorbed increases with a rise of temjierature up 
to filxiiit 9(H)'', and in the former case the amount taken up beyond ‘.KXP decreases 
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with a rise of temp., and increases in the latter case. K. Iwase represented his 
results by the curve shown in Fig. 343, when the solubility of nitrogen in iron is 
represented as c.c. of gas at n.p. 6 per 100 grms. of metal. The rates of absorption 
of the gas at 850° and 980° are shown in Fig. 344. The presence of increasing 
quantities of carbon lowers progressively the solubility of the nitrogen. The corre¬ 
sponding data for the soln. of nitrogen in cast iron are summarized in Figs. 345 and 
346. The ra^e of absorption of nitrogen by iron was also studied by H. Braune, 



Fio. 343.—The Solu¬ 
bility of Nitrog('n 
in Iron. 


Fig. 344.—The Kate 
of Absorption of 
Nitrogen bj’^ Iron. 


Fig. 315.—The vSolu- 
bility of Nitrogen 
in Cast Iron. 


Fig. 346.—The Rate 
of Absorption of 
Nitrogen by Cast 
Iron. 


P. Oberhoffer and A. Heger, Cl. Tammann, and \V. Watson ; the absorption of the 
gas was also investigated by L. Cailletet, (I. M. Eaton, A. Grabe, L. Jordan and 
J. R. Eckman, E. Martin, F. Rapatz, A. ftieverts, J. K. Smith, C. E. Stromeyer, 

B. Tazawa, N. Tschischewaky, G. Valensi, and A. Villachon and G. Gliaudron; 
the absorption of nitrogen by alloy steels, by N. Parravano and A. Scortecci; 
the absorption of nitrogen in the electric arc between iron electrodes in nitrogen 
was observed by L. Arons, J. H. Paterson, J. H. Paterson and H. Blair, 
H. S. Rawdon and co-workers, W. E. Ruder, and E. J. B. Willey; and the absorp¬ 
tion of nitrogen during the cathodic spluttering of iron in nitrogen, by W. Franken- 
burger and K. Mayrhofer, V. Kohlschiitter and T. Goldschmidt, V. Kohlschiitter 
and R, Muller, M. Ihiwloff, and R. Ruer and J. Kuschmann. 

A. Sieverts, and E, Jurisch observed that the quantity of nitrogen, >S', absorbed 
by the metal is proportional to the sq. root of the press., p mm., so that with press, 
up to T5 atm., S~kp^, where k denotes the coeff. of solubility. C. B. Sawyer, 
and J. H. Andrew also found the rule to be valid for steel up to 2CK) atm. press. 
Molten iron absorbs nitrogen more readily than does the solid, since, according to 

C. B. Sawyer, when iron is melted in nitrogen under a press, of I to 3 atm., the 
molten metal “ spits ’’ during solidification. B. Strauss found that after the 
solidification of iron which has been melted for half an hour in nitrogen under a press, 
of 1 atm., the metal retains 0-03 to 0-04 per cent, of nitrogen ; F. Adcock observed 
that iron melted for half an hour in nitrogen at atm. press., and cooled under a 
jiress. of I to 2 mm., retains 0*02 per cent, nitrogen ; V. B. Sawyer, that armco iron, 
with I per cent, of carbon melted and cooled in nitrogen at I to 3 atm. press., retains 
C-0I4 to 0*036 per cent, of nitrogen ; and J. H. Andrew, molten iron, with 0*16 to 
0*6 per cent, of carbon, solidified in nitrogen at 200 atm. press., retains 0*25 to 0*30 
])er cent, of that gas. K. Jellinek also studied the effect of the press, of the gas on 
the electrical resistance of the metal; and G. B. Kistiakowsky, the ionization 
potential of adsorbed nitrogen. 

L. Kaul found that when nitrogen acts on heated iron, a state is reached at the 
y-point at which nitrogen is fixed by the release of at. energy. Further heating 
alters the conditions so that the then highly active iiitrogen is no longer fixed, and 
on cooling below the y-point, the freed energy is again required for cohesion and 
nitrogen is given up. R. Lenz, and F. Haber did not consider that the nitrogen in 
electrodeposited iron was derived from the air dissolved in the electrolyte. The 
subject was discussed by S. Epstein and co-workers. The absorption of nitrogen 
from air in the manufacture of steel by the Bessemer, or the open-hearth processes 
was discussed by W. Kostcr, P. Oberhoffer and co-workers, E. H. Schulz and 
R. Prerich, C. E. Stromeyer, and H. E. Tholander. The nitriding or nitrogenization 
VOL. XIII. z 
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of steel, and the ease-hardening of steel by uitrogenieation were discussed by 
C R Aldon, 0. F. Bason, E. Baiir and fJ. L. Voerman, L. E. Bensou, H. Braune 
and (' Bolin, F. Briihl, J. H. Cate.s, F. L. Coonan, R. J. Cowan, M. Daubois, 
B. 0. E. Davis, G. M. Eaton, J. J. Egan, W. Eilender and 0. Meyer, P. H. Emmett 
and co-workers, S. Epstein, H. A. de Pries, A. Erj, E. Guillctf H, M. Gustafnou, 
0. E. Harder and co-workers, J. H. Higgins, R. H. Hobrock, V. 0. Homerberg and 
co-worAers, H. A. de Fries, J. E. Hi/rst, M. Ishizawa, B. Jones and co-workers, 
A. B. Kinzel and co-workers, A. B. Kinzel and J. J. Egan, W. Koster, Lenrer, 
if, W. McQuaid and co-workers, H, W. McQuaid and W. J. Ketcharn, V. T. Malcolm, 
W. J. Merten, J. T. Norton, E. Oehman and E. S. Engberg, (\ F. Olmstead, 
A. Osawa and S. Iwaizumi, F. Rapatz, R. G. Roshong, F. W. Rowe, D. Saito 
and H. Okawa, S. Sato, C. B. Sawyer, F. Schmitz, L. W. Schuster, R. Sergeaon, 

A. Sieverts and F. Kriill, E. A. Sjostet, J. W. Urquhart, A. E. White and 
J. S. Vanick, and E. J. B. Willey. T. Nakayaina studied the effect of various 
elements on the nitrogenization of steel. 

A. Muller, and H, Kramer thought that the occluded nitrogen in iron is present 
as nitride, and this view is supported by the X-radiograms of nitrogenized steel 
by R. Brill, 0. Eisenhiit and E. Kaupp, G. Hiigg, L. R. Ingersoll, A. Osawa and 
S. Iwaizumi, and A. Pourcel. G. Charpy and S. Bonnerot, W. Frankcnburger and 
co-workers, and N. Tschischewsky have suggested that the nitrogen is combined 
with the foreign elements associated with the iron. S. Sato said that the nitrogen 
is present as atomic nitrogen or iron nitride. H. E. Tholander discussed the 
assumption that the iron is combined with the carbon as iron cyanide ; but 
H. Braune favoured the nitride and rejected the cyanide hypothesis (i) because of 
the behaviour of nitridized iron towards hydrochloric acid ; (ii) A. H. Allen could 
detect no definite relation between the nitrogen and carbon-content of steel; and 
(iii) H. Braune, and W. Giesen found that in nitridized steel the ceinentite is free 
from nitrogen. In favour of the cyanide hypothesis, there are the observations 
of J. Kirner, B. Strauss, S. W. Miller, and W. E. Ruder that nitrogen is associated 
with the carbon of steel. H. Nishimura studied the system: Fe-N 2 -Ho. For 
the effect of foreign elements on the absorptions of nitrogen— vide infra, the action 
of ammonia. J. Duhr discussed the absorption of nitrogen by ferroaluininiuni, 
ferrotitanium, ferrovanadium, ferrochroinium, ferrotungsteu, ferromanganese, and 
])hosphor iron. F. Schmitz found that in molten iron, the foreign elements are 
neutral towards nitrogen. E. J. B. Willey discussed the action of activated 
nitrogen on iron. 

The effect of nitrogen on the equilibrium diagram of iron was discussed by 
J. H. Andrew, S. Brunauer and co-workers, 0. Eisenhut and E. Kaupp, A. Fry, 
R. F. Mehl and C. S. Barrett, J. Richer, S. Sato, C. B. Sawyer, L. W. Schuster, 

B. Strauss, and C. Wagner and W. Si^hottky—m'fie 8 . 49, 12. The mierostructure 
of nitrogenized iron was discussed by A. Fry, F. Hanaman, 0. A. Knight and 
H. B. Northrup, W. E. Ruder and (jI. H. Brophy, C. B. Sawyer, J^. Straues, and 
N. Tschischewsky. H. Braune observed that the effect of nitrogen is to decrease 
the grain-size of the crystals, and when the nitrogen-content has attained 0*2 per 
cent., the cellular structure disappears. A system of linear markings is developed 
and dark pointed needles appear— vide iron nitride. H. le Chatelier, and B. Strauss 
suggested that the needles are Neumann's lines. G. S. Scott observed that twinning 
occurred in iron carburized with nitrogenous cements, and that nitrogen in steel 
favoured the y-state. J. H. Andrew agreed with this and said that Neumann's 
lines are characteristic of nitrogenized iron. J. Kirner, and B. Strauss observed a 
constituent resembling pearlite in nitrogenized steel; J Kirner called it flavite— 
vide cementation—and B. Strauss showed that it could he distinguislied by heat¬ 
tinting, and J. Kirner, by etching with picric acid. S. W. Miller considered that 
the needles in welded steel were cementite, but G, F. Comstock showed that they 
are produced by nitrogen, and he recommended the use of. an alkaline soln. of 
potassium ferrocyanide to distinguish nitride from pearliti?; W, E, Ruder and 
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(^. R. Brophy used Stead’s phosphorus reagent; and A. Fry an alkaline soln. of 
sodium picrate. The acicular constituent of steel was also studied by J. H. Andrew, 
W. R. Bean and co-workers, A. A. Blue, H. M. Boylston, H. Braune, H. le Chatelier, 

K. Colver-Glaucrt, G. F. Comstock, G. F. Comstock and M. E. Ruder, R. A. Hadfield, 
F. Hanaman, Z. Jeffries, 0. A. Knight and H. B. Northrop, W. Koster, E. F. Law 
and co-workers, S. W. Miller, H. S. Rawdon and co-workers, W. E. Ruder, 
W. E. Ruder and G. R. Brophy, C. B. Sawyer, B. Strauss, and N. Tscliischewsky. 
The X-radiograrns, and the lattice structure of nitrogenized steel were studied by 
(i. Hagg, S. Epstein and co-workers, S. B. Hendrieks and P. R. Kosting, P. D. Merica, 
S. Epstein, A. Osawa and S. Iwaizumi, E. I^ehrer, 0 Eisenhut and E. Kaupp, 
A. Sieverts and co-workers, and R. Brill. W. A. Wood observed that in the 
case-hardening of steels by nitridization, a surface layer of nitrides is formed with 
distorted lattices. Tlie sp. gr. was studied by A. Sieverts and co-workers, 
F. Kriill, and O. Eisenhut and E. Kaupp. The effects of nitrogen on the 
mechanical properties of iron, observed by N. Tschischewsky and co-workers, 
were summarizt'd in Fig. 10, 8 . 49, 12; and the subject was discussed by 
H. L. Buff, T. P. Campbell and H. Fay, A. W. Coffman, R. S. Dean, R. S. Dean 
and co-workers, C. Despretz, W. Eilender and R. Wasmuht, H. Fay, G. J. Fowler, 
H. G. Freeland, A. Fry, T. S. Fuller, B. Getzov, A. Grabe, W. T. Griffiths, 
F. Hanaman, I. E. Kontorovich, O. E. Harder and G. B. Todd, 0. Hengsten- 
berg and R. Mailiinder, E. C. Herbert, W. Herwig, J. H. Higgins, V. 0. Homer- 
berg and J. P. Walstead, J. E. Hurst, J. E. Johnson, W. Koster, R. Mailander, 
0. Meyer and R. Hobrock, N. L. Mochel, H. A. Pearson, J. Petren and A. Grabe, 
F. Savart, F. W. Scott, A. Sieverts and F. Kriill, 0. Silvestri, V. N. Svechnikoff, 
(t. Tammann, 0. I. Ver and co-workers, and T. Yosiki. A. A. Noyes and 

L. B, Smith measured the dissociation press. E. Rupp studied the optical 
properties of the film of adsorbed nitrogen. H. Braune observed that there is an 
increase of 14*6 microhms per cm. cube in the electrical resistance for 1 per cent, 
of nitrogen adsorbed by iron. The subject was also studied by F. Hanaman, and 
E. B. Maxted. The effect of nitrogen on the magnetic properties of iron was dis¬ 
cussed by H. Gries and H. Easer, C. Despretz, G. J. Fowler, E. Freray, W. Koster, 
E. Lehrer, E. B. Maxted, P. D. Merica, and A. W. F. Rogstadius. The decarburiza¬ 
tion of iron by heating it in nitrogen w^as studied by A. Bramley and co-workers, 
L. Forquignou, H. M. Howe, A, Johansson and R. von Seih, H. von Ju])tner, 
E. Jurisch, J. Kirner, P. Oberhoffer and A. Heger, F. Schmitz, B. Strauss, 
H. E. Tholander, H. Wolfram, F. Wiist and C. Geiger, and F. Wust and E. Sudhoff— 
vide infra, cementation. No decarburization occurs at 1050^ other than that 
depending on other gases occluded in steel, and no cyanogen was formed. 
W. Eilender and R. Wasmuht said that as little as O-Ol per cent, of nitrogen in steel 
will raise the hardness 15 per cent. S. Sato studied the occlusion of hydrogen by 
iron nitride; and N. P. Inglis and G. F. Lake, the corrosion of nitrided steel. 

The effect of nitrogen on the corrosion of iron by dil. acids was studied by 
L. Guillet and M. Ballay, who observed that the nitrogenization of steels increased 
their corrodibility by 5 per cent, (by vol.) sulphuric or hydrochloric acid, with the 
exception of a steel containing 4*08 per cent. Ni, and 0-91 per cent. Cr, the resistance 
of which towards the former acid was increased. For the chromium-aluminium 
steels, cementation had the same effect. O. Hengstenberg observed that the 
iiitrogenization of the alloy steels made them more resistant to corrosion by air and 
steam, and soln. of copper sulphate. H. H. Gray and co-workers found that the 
Iiitrogenization of mild steel rendered it almost insoluble in dil. hydrochloric acid. 
The resistance to attack by sea-water containing 5 per cent, of 12-vol. hydrogen 
dioxide, and to a mist from 20 per cent, sodium chloride soln., was increased by nitri- 
dation more than by cementation, followed by tempering, especially in the cases of 
the chromium anct aluminium steels. This effect was even more marked with rain¬ 
water, especially for nickel steels. Cementation slightly increased the resistance 
towards 10 per cent, copper sulphate soln., but the nitride steels were scarcely 
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attacked. H. H. Gray and M. B. Thompson found that the higher the initial 
proportion of carbon in a steel, the greater the loss of carbon during nitrogenization ; 
and the higher the temp, of nitrogenization, the greater the subsequent resistance 
of the metal towards hydrochloric acid. O. Niezoldi observed that copper is 
deposited on nitrided steel from soln. of co})per sulphate more slowly than it is on 
ordinary steel. 0. Meyer found crucibles of titanium nitride attack iron slightly 
at about IbOO*^. 

According to F. Hatton, nitrogenous organic matter dissolved in water is reduced 
by spongy iron to form elemental nitrogen. The action of ammonia gas on heated 
iron was considered in connection with the nitride - 8 . 49, 12. F. Diirau and 
(\ H. Teckentrup showed that tlie absorption of ammonia by electrol}i)ic iron is a 
chemical process. Iron takes up nitrogen from ammonia far more readily than it 
does directly froin nitrogen. G. Gore observed that liquid ammonia does not attack 
electrolytic iron. W. A. Dew and H. 8. Taylor observed that iron at 0\ 110\ 218^^, 
and 305' absorbs respectively 0*175, O-OOhO, 0*036, and 0*0084 c.c*. of ammonia per 
gram of metal. N. J. Nikitin and W. 1. Sharkoff observed that between -18^ 
ami 10(V, powdered iron readily absorbs ammonia in accord with the formula 
a -hpjn. Near the beginning of the nineteenth century, A. B. Berthollet, and 
L. J. Tlumard reported that they could detect no increase in weight when iron is 
heated in ammonia gas, but i). Stahlschmidt explained this result by assuming that 
the temp, was too high. J. 8. Vanick and co-workers noted the deterioration of 
steel and wrought-iron ])ipes in hot gaseous ammonia; and R. Coustal and 
H. Spindler found that iron anodes are slightly attacked by liquid ammonia. 

L. J. Thenard, and C. Despretz showed that the presence ot iron favours catalyti- 
cally the thermal decomposition of ammonia. J. A. Almquist and E. D. Crittenden, 

M. P. Applebey, A. K. Brewer, J. K. Dixon and W. Steiner, A. B. F. Duncan and 
1). A. Wilson, E. Elod and W. Banholzer, P. H. Emmett, W. Gluud and co-workers, 
C. H. Kunsman and co-workers, A. T. Larson and A. P. Brooks, J. 8. Vanick and 
co-workers, E. Winter, P. H. Emmett and 8. Bninauer, H. H. Gray, E. Tiede 
and E. Hav, F. Czopinsky and M. Wojcik, and J. Zawadzkv and B. Modrzejewskv 
discussed iron as a catalyst in the synthesis of ammonia; and P. H. Emmett and 
8. Briiihiuer, the poisonous action of water vapour on the iron catalyst. Quite 
a number of observers G. T. Beilby and G. G. Henderson, H. L. Buff, G GlMrjw 
and S BoiiJierot, ( \ Despretz, T. (C Finzel, (C J. Fowler, E. Frcmy, F. Hanaman, 
If. Hardtung, G. G. Henderson and J. C. Galletly, H. Jlerzer, E. B. Maxted, 
A. Mittasch and co-workers, H. V. Regnault, F. 8avart, (\ B. Sawyer, C. Stahl¬ 
schmidt, A. E. White, and H. Wolfram—noted that when iron is heated m 
ammonia, nitrogen is absorbed ; and N. Tschischewsky gave for the percentage 
increase in weight at different temp. .* 

‘JOO'’ 300" 4(K)" 4.50° ,500" 000 ’ 700° 7.50’ 8.50" 

No . o n 3-00 10-705 11*11 10-36 8-905 4-76 0-5.35 0-290 per rent. 

showing that with finely-divided iron, the optimum temp, is about 450^ - Fig. 17,8. 
49, 12. T. Nakayama obtained analogous results. A. Mittasch and co-workers 
found that the reaction begins near 2(XF, and at 300'^ iron nitride is readily formed. 
Observations with compact iron were made by G. T. Beilby and G. G. Henderson, 

G. Charpy and 8. Bonnerot, P. H. Emmett and 8. Brunauer, F. Hanaman, 
O. A. Knight and H. B. Northrup, A. Mittasch and co-workers, E. Muller and 
K. Schwabe, B. Strauss, B. Tazawa, N. Tschischewsky, J. P. Walsted, and 

H. E. Wheeler. E. Lehrer’s observations on the equilibrium conditions in the system: 
iron-ammonia-hydrogen are summarized in Fig. 347. The a-phase is a solid soln. 
of nitrogen in a-iron ; the y-phase, a solid soln. of nitrogen in y-iron ; and the 
y'-phase, a solid soln., the €-phase, containing iron tetritanitride. J. G. Thompson 
discussed the best type of steel for resisting attack in plants synthesizing ammonia. 
R. H. Hobrock, etc., discussed the surface liardening of steels by nitridizing them 
in ammonia at a suitable temp., and pressure. B. Strauss observed no absorption of 
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uitrogen when ammonia is passed over molten iron. C. Stahlschmidt observed the 
formation of hydrogen in the reaction between ammonia and iron. J. H. Andrew 
showed that a large proportion of hydrogen is formed ; but E. Colver-Glauert 
observed only a trace ; and G. J. Fowler, F. Hanaraan, and E. B. Maxted observed 
none. The rate of absorption, or diffusion of the nitrogen from ammonia by heated 
iron, was studied by H. Braune, E. Colver-Glauert, J. Duhr, A. Fry, L. Guillet, 
E. B. Maxted, T. Nakayama, C. B. Sawyer, 

G. Engelhardt and C. Wagner, and IL E. Wheeler. 7 ! ' T j 

(\ B. Sawyer showed that the presence of phos- _1 1 ! ! 

phorus in iron affects the nitrogenizjition of iron; k_ ] 

]j. Guillet found that the presence of aluminium, _I- * ! 

silicon, chromium, and molybdenum accelerates ^ _^ ^ 7 ; 

the absorption, and they form, along with the iron, 20 — -- » t—1 

stable nitrides, but H. E. Wheeler doubted if r 

these elements form nitrides under these con- ^ 3 00 '" ' '' ^^ 500^ ' 6^ ' 
ditiojis. F. AV. Haibord and T. Twyham dis- ^ 

cussed the action ot manganese, but they found the System : Fr -NU -H.,. 
no relation between the nitrogen and manganese- 

content of iron. N. Tschischewsky considered that in addition to manganese, 
silicon and aluminium may l>e regarded as carriers of nitrogen, because in nitro- 
genized ferroniangam'se, ferroaluminium, and considerabh^ jiroportions of tlie 
nitrides of inang.inese, aluminium, and silicon are ]>rcsent. \V. Frankenburgcr 


Fio. 347.—Thr Solid Phases in 
the System : Fe-Nllg-H.,. 


and co-workers considered that carbon, manganese, chromium, and liydrogen, and 
H. Strauss, that silicon and chromium, ])lay an important jiart in the adsorption 
of nitrogen ; T. Nakayama also showed that the ])resence of aluminium, silicon, 
titanium, and chromium accelerates the absorption of nitrogen, but copper, 
manganese, cobalt, and nickel do not favour the absorption. A. Bramely and 
co-workers found that the presence of carbon retards the action of ammonia so 
that the amount of nitride formed decreases as the initial cone, of the carbide 


incT(‘ases ridr sKpra. A. Fry observed that when heated to 680"^ in ammonia, 
the carbon of cementite is all displaced by nitrogen. 

W A. von Bonsdorff observed that air containing traces of ammonia do(*s not 
favour the rusting of iron. V. R. b]vaus observed no corrosion of iron over (‘onc. 


aq. ammonia for 8 days. (\ Matignon and G. Desplantes studied the oxidation of 
metals in tJie presence of ammonia. The corrosive action of aq. soln. of aTiirnonia 
on iron is dis(*iisscd below. W. R. Hodgkinson and N. E. Bellairs studied the 
action of a<j. ammonia ; and F. N. Speller, the action of ammonia in refrigerators. 
F. Schmitz showed that with pieces of 0*0(), 0*42, and 0*92 per cent, carbon steel, 
20x 20x 10 mm. with a 4 mm. hole, the losses in cone. aq. ammonia were res])ectively 
0*(X)0, 0*173, and 0*039 per cent, during 180 hrs. J. 1). IVnnock and D. A. Morton 
found that cone. a(|. ammonia does not rust clean iron, but actually prevents rusting, 
even in the jiresence of oxygen or of ammonium carbonate. W. ({uertler and 
T. Liejius observed that iron is not corroded liy aq. ammonia in 24 lirs. The 
action of ammoniacal feed-water for boilers was <liscussed liv Al. Tilgner. 


A. H. White and L. Kirschbrann studied the eIectrol}i^ic dissolution of nitrogenized 
iron. K. A. Ifofmann and co-workers compared the action of dry liydrogen chloride 
and ammonium chloride vapour on metals at 250 to 350\ and found that the 
sequence with the former is Fe>Ni>Cii>Ag>Hg, and with the latter Fe>(hi>Ni 
> Ag>Hg. For the act ion of soln. of ammonium salts, vide infra. F. W. Bergs> rom 
found that a soln. of ammonium bromide in liquid ammonia acts on iron in a few 
months to form FeBro.GNIli. A. d’Heureuse observed that molten ammonium 
sulphate and iron yield ammonia, and at a higher temp, sulphur dioxide and ferrous 
sulphide are formed. M. Lachaud and C. Lepierre noted that a series of complex 
ferric or ferrosic ammonium sulphates is formed when iron acts on the molten salt; 
and F. W. Bergstrom said that a soln. of ammonium sulphate in liquid ammonia 
acts very slowly on iron. F. W. Dafert and R. Miklauz observed a vigorous reaction 
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between iron and molten lithimn nitride. H. and F. Hanaman found that the effect 
of heating iron in bydrazines is similar to that which occurs with ammonia; and 
likewise also with amineSy and imides* F. W. Bergstrom found that the action of 
potassamide on iron, if it occurs at all, is extremely slow. F. Ephraim observed 
no reaction when iron is heated with sodamide. T. Curtius and J. Rissom observed 
that iron dissolves in hydrazoic add, N 3 H, forming ferrous azide with the brisk 
evolution of hydrogen. A. W. Browne and co-workers observed the nitridization 
of iron when it is used as anode in a soln. of ammonium azide, with liquid ammonia 
as solvent; ferric azide is formed. J. W. Turrentine found that a soln. of sodiom 
azide on electrolysis with iron as anode furnishes initially ferric azide ; if the soln. 
is agitated the iron becomes passive. J. T. Nance examined the action of soln. of 
ammonium chloride ; and P. Junius, the vapour of that salt; W. R. Hodgkinson 
and A. H. Coote, F. Hatton, E. Heyn and O. Bauer, G. Tammann, E. Ramann, 
E. Weitz and IL Miiller, and E. B. R. Prideaiix and R. M. Caven, the action of iron 
on soln. of ammonium nitrate —vide infra for the effect of soln. of these salts; and 
tlie effects of pressure, by E. Berl and F. van Taack, F. Haber, H. Ehrig, A. Kauf- 
mann, L. G. Knowiton, and E. Weitz and H. Muller; and W. R. Hodgkinson and 
A. H. Coote, the action of fused ammonium nitrate and ammonium nitrite, as well 
as of their aq. soln. 0. Baudisch discussed the reduction of nitrites by iron. 

E. Divers found that iron is not attacked by a soln. of ammonium nitrate in liquid 
ammonia, but F. W. Bergstrom found that with powdered iron some ferric oxide 
is formed as well as Fe(N 03 ) 2 . 4 NH 3 and Fe(N 03 ) 2 .C)NH 3 . E. Priwoznik observed 
that iron gradually acquires a black film wdien immersed in a soln. of ammonium 
polsrsulphide. 

P. Sabatier and J. B. Sendercns found that nitrous oxide is reduced by iron 
powder at 170° to form ferrous oxide. F. Durau and C. JI. Teckentrup showed that 
the absorption of nitrous oxide by electrolytic iron is purely adsorption. P. Ober- 
hoffer observed that iron can be nitrogenized by heating it to 200° or 300° in an atm. 
of nitrous oxide. The rate of attack was studied by E. Schroder and G. Tammann. 
P. Sabatier and J. B. Senderens found that nitric oxide behaves like nitrous oxide 
at 200° ; and F. Emich found iron is nitrogenized by heating it in nitric oxide. 

F. Durau and C. H. Teckentrup observed that the absorption of nitric oxide by 
electrolytic iron is a chemical process. According to B. B. Adhicary, when a mixture 
of nitric oxide and hydrogen is passed over the heated metal, ammonia begins to 
form at 300°, and the action is rapid at 350°. E. Muller and H. Barck found that 
decomposition is complete at 500°. The rate of attack was studied by E. Schroder 
and G. Tammann, and G. Tammann and W. Koster. E. Davy, and J. J. Sudborough 
found that iron is attacked by nitrosyl chloride. P. L. Dulong, and P. Sabatier 
and J. B. Senderens found that reduced iron decomposes nitrogen peroxide at 
ordinary temp. The metal becomes incandescent and yields ferric oxide. 
J. A. Almquist and co-workers found steel to be stable in contact with the liquid 
peroxide. There is also formed nitro-iron, Fe 2 N 02 ^— 8 . 40, 39. 

B. Lambert and J. G. Thomson found that cold dil. nitric acid lias very litth' 
action on the purified metal, but when warm, the metal is dis.solved. Affording 
to H. Gautier and G. Charpy, iron dissolves in 31 per cent, nitric acid at onlinary 
temp., giving off gas rapidly ; the rate of evolution of gas then slackens, until finallv 
only traces of ammonia and nitrogen j^eroxide .are evolved, and ferric nitrate js 
formed. No gas is evolved with 61 per cent, acid in the cold, but/ at temj). 
exceeding 60**, gas is evolved. V. H. Veley and J. J. Manley said that purified 
nitric acid, freed from nitrous acid and dissolved nitrogen oxides, is without 
action on purified iron, even at the b.p. According to B.. C. Banerji and 
N. K. Dhar, ferrous salts accelerate the dissolution by forming nitrous acid, 
which acts as a catalyst, and ferric salts also favour the reaction since they are 
reduced to ferrous salts. Oxidizing agents retard the reaction by preventing 
the formation of nitrous acid. C. C. Palit and N. R. Dhar also discussed the 
action of nitric acid on metals. A. Quartaroli showed that oxidation is a neces- 
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sary antecedent for the dissolution of metals in nitric acid, and that nitric acid is 
not an oxidizing agent if no nitrous acid be present, or if substances like carbamide, 
an amino-acid, or an amide, which destroy the nitrous acid, be present. 
J. G. Brown studied the rate of the reaction. H. Endo observed that the weights 
lost by iron, expressed in grams per sq. cm., during 5 hrs’. action at 25°, are: 

HNO 3 . 5 10 25 30 35 45 50 55 per cent. 

Loss . 0-1021 0*2045 0-5210 0-8356 0-7590 0-0584 0-0233 nil 

W. H. Hatfield observed that with cylinders of iron approximately 0-5 in. diam. and 
weighing 50 grms., in 85 c.c. of acid at 15°, the losses in grins, per sq. cm, in 24 hrs. 
were : 

steel witli 0 29 per rent. 

Electrolytic Armco EngliHli / . —-i a . . . ^ 

Iron iron wrought iron ir>’ 40" 00 SO 

A'-HNOa . . 0-1147 0-140G 0-1263 0-0957 0-0282 0-3215 0-3512 

40 per cent. HNO 3 . 0-7261 0-7592 0-6399 0-6766 0-65.38 1-3809 1-7278 

B. C. Banerji and N. H. Dhar observed that witli the 1 : 1 nickel-iron alloy 
iq.v.) the reaction with 5 to 20 per cent, nitric acid is periodic. According to 
A. J. Hale and H. S. Foster, with plates of 1 sq. dm., at 17° to 20°, and 0 * 2 iV-HN 03 , 
with a litre of acid, the losses with cast iron and wrought iron were respectively 
2-60 and 1*30 grms. in 4 hrs. ; with half a litre of acid per day for 7 days, the losses 
were respectively 15-4 and 14-5 grms. ; and with half a litre of acid for 28 days, 
respectively 2*5 and 2-0 grms. H. Gautier and G. Charpy observed that at ordinary 
temp, clean iron wire in nitric acid of sp. gr. 1*21 does not give off any gas, but 
the metal is slowly attacked with the formation of iron nitrate, amiiionia, and 
nitrogen peroxide, which remain in soln. The percentage looses in aeids of different 
concentration were: 

8 |X'ci£ic-gravity (HNOj) I *28 134 J*38 I IS 1-53 

I (First 2 days 0-82 O TS U 2 i» •* .'M “)-80 pel ceicl. 

10 dajs 0-5!) 0-45 0 - 2 r, (i-Xl r,-7j 

The e.m.f. of the cell Fe : HN0.j: Ft diminishes rapidly as the cone, of the acid 
increases from a sp, gr. below 1-21 to higher densities. In the latter case it is about 
0-15 volt, and corresponds with the dissolution of the iron, for with circuits of 
different resistances, different intensities are obtained. By raising the temp., the 
limit of sp. gr. of the acid giving disengagement of gas and rapid attack is raised. 
At 60° it is only with concentrations above 1*38 that no disengagement of gas occurs. 
The limit is also raised by the presence of oxide on the surface of the iron ; this is 
due to local heating caused by the solution of the oxide. If the iron be agitated in 
the acid until perfect ly clean, it then behaves exactly as if the surface had not been 
coated with oxide. The same effect is produced if the oxide be electrolytically 
reduced. 

W. Rolm found that unaniiealed iron in contact witli 10 i)er cent, cold nitric 
acid loses 33*0 grms. per sq. dm. during 2 hrs., and with the hot acid, 40-0 grins. 
The attack on the annealed metal is rather slower. The subject was studied by 
W. Guertler and T. Liepus. J. 1. Crabtree and G. E. Matthews found tliat with 
5 2 )er cent, acid, iron was corroded at the rate of 2-2 grins, per KX) sq. In. per day. 
According to F. Schmitz, O-OG, 0*42, and 0*92 per cent, carlion steel specimens, 
20x20x10 mm. with a 4 mm. hole, lost respectively 100 per coni, in nitric acid 
,(1 : 1) in 180 hrs., and in the cone, acid, respectively 0-113, 0*352, and 0-353 per 
cent. The loss with aqua regia was also 100 per cent. J. G. Thompson found 
that none of the iron alloys was so resistant to 100 per cent, nitric acid as 
aluminium and its alloys. Of all the iron alloys, a cast iron with 14 per cent, 
silicon (0*59 per cent, carbon) was the most resistant; one with 12-24 per cent, 
silicon and 1*17 per cent, carbon was less satisfactory. Molybdenum steel was 
little better than ordinary steel, but by adding 10 to 15 per cent, of chromium 
the steel resisted acids up to 68 per cent, HNO 3 . Nickel counteracted the 
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beneficent effects of chromium. For other observations, see the corrosion and the 
passivity of iron and steel. 

A. Scheurer-Kestner observed that with nitric acid of sp. gr. 1*034, ferrous ami 
ammonium nitrates are formed; with nitric acid of sp. gr. 1-073, ferrous, ferric, 
and ammonium nitrates are produced ; while with nitric acid of sp. gr. 1-115, only 
ferric nitrate and no ammonia is formed. W. lieldt found that when ammonia 
is formed ferrous nitrate is produced, and when no ammonia is developed ferric 
nitrate is formed. With 32 per cent, nitric acid a liardened steel yields a black mass 
which slowly dissolves to form a brown soln. The dis¬ 
solution proceeds more rapidly as the temp, is raised. 
This furnishes a mode of estimating the temper carbon in 
steel colorimetrically. Observations were made by H. von 
Jiiptner, and E. Heyn. L. Schneider, and A. Tamm 
found that steels containing phosphorus yield a soln. con¬ 
taining phosphoric acid. J. Ordway observed that 
the products of the reaction depend on the cone, of tht‘ 
acid, the proportion of acid and metal employed, the 
degree of purity and the state of subdivision of the iron, 
and on the temp.; and J. H. Wliiteley and A. F. Halli- 
mond, that the products of the action also depend on the 
Products of cold-work the metal has received, and on the carbon-con¬ 
tent— vide infra. Y. Yamamoto, J. Hale and H. S. FosttT, 

P. Kotzschke and E. Piwowarsky, and J. Sauvageot 
and L. Lauprete compared the rate of attack on different forms of iron. 
H. Endo showed that the rate of attack on 0 -J to 1-3 ])er cent, carbon steels 
increases almost linearly with the proportion of car})on. P. F. Burgess and 
S. G. Engle observed the losses in weight, in grams per s(]. inch per lioiir, with 
A"-H 2 S 04 , at 22°, and found (i) 0-3728 grm. for the average witli electrolytic iron ; 
(ii) 0-0091 grm. with electrolytic iron heated to lOOt/^ and cooled slowly ; 
(Hi) 0-0093 grm. with soft sheet iron low in carbon as used for transformer plates ; 

(iv) 0-0971 grm. with a temper steel used in the manufacture of knife-blades ; and 

(v) 0*0643 grm. with an ordinary grade of cast iron. The subject was studied by 
S. C, Bate, F. F. Chapman, N, H. Dhar, V. Duffek, H. Endo, Ji. F. Girardet 
and T. R. Kou, L. Loskiewicz, N. A. E. Millon, V. i\ Palit and N. R. Dhar, 
W. D. Richardson, F. Schmitz, (\ F. Schonbein, J. G. Thompson, and Y. Ftida 
and M. Saito— vide su'pra, hydrochloric and sulphuric acids. 

J. J. Acworth and H. E. Armstrong found that at 9° to 10°, the vols. of gas 
obtained per gram of metal, with nitric acid of varying concentration, are : 


Specific ^dv/ty of nitric dad 

Fig. 348. 

the Action of Nitric 
Acid on Iron. 


HNO 3 : H 2 O 

] : l(llP) 

J : 2(13^) 

1 : 4(10 ) 

1 : 4(1.3") 

1 : 8(12 ) 

1 : 12(9^) 

Total 

8004 

5997 

53.30 

5450 

5904 

50.38 c.c. 

NO 

73112 

5323 

4598 

4773 

5542 

5140 c.c. 

N 2 O 

404 

375 

.551 

492 

202 

252 

N, 

507 

299 

221 

191 

100 

242 c.v. 

The proportion of nitric oxide is relatively large. 

As the c‘one. 

of the acid 

decrease 


the proportion of nitrous oxide at first increases and then diminishes ; whereas, 
with nitric oxide, there is at first a decrease and then an increase. These differences 
correspond with the behaviour of the dissolved metal. With the 1:1- and 1 : 2- 
acids, the iron dissolves rapidly, producing a pale greenish-yellow liquid ; with 
the 1 : 4-acid, the iron dissolves less rapidly, and the soln. is dark brown, as is also 
the case with the 1 : 8- and 1 :12-acids, where the action proceeds still more slowly. 
It is inferred that by the action of the more cone, acid, the iron is immediately 
converted into the ferric salt, whereas with a more dil. acid, ferrous salt is first 
formed, and this is afterwards converted into ferric salt on heating the liquid. The 
hydrogen displaced in the formation of the ferrous salt is probably more active 
than that displaced in the formation of the ferric salt; and a similar conclusion 
follows from the manner in which the nitrous oxide is evolved. The last portion 




IRON 


345 


of gas with the 1:1- and the 1 : 2-acids is free from nitrous oxide. The mechanism 
of the reduction of nitric acid by the metals is discussed in connection with nitric 
acid. 

J. J. Acworth and H. E. Armstrong assumed that the direct reduction products 
are nitrous and hyponitroua acids, hydroxylamine, and ammonia. If the nitric 
acid is present in large excess, and highly concentrated, the products will be richer 
in oxygen than where a small proportion of the acid is used. Thus, nitrogen peroxide 
predominates in the former case, and nitric oxide in the latter case. E. Divers 
classed iron amongst the metals which yield ammonia, hydroxylamine, hydrazine, 
or hydrogen. C. Montemartini found that the gases evolved on treating a gram 
of iron with an excess of 27-5 per cent, nitric acid were : 

]SKa HNO^ X2O N2 XO Tof.il 

Grams . . 0*02493 0*00195 0*00422 0*00045 — 0*03553 

C. Montemartini said that the nitric oxide formed is of secondary origin, being 
derived partly from the decomposition of the nitrous acid and partly from the 
oxidation of the ferrous salts first formed. P. PVeer [ind Cl. O. Higley found that 
with dil. nitric acid of sp. gr. 1-03 to ] *20, the })rodiicts are nitrogen peroxide, nitric 
oxide, nitrous oxide, nitrogen, and ammonia in proportions which vary with the 
cone, and amount of acid employed ; with more cone, nitric acid of sp. gr. 1*35 
to 1*40, the products are nitrogen peroxide and nitric oxide. The results 
arc summarized in Fig. 348. The non-ionized acid is supposed to act merely as an 
oxidizing agent, because the results with silver, copper, and iron were practically 
the same with cone, nitric acid. Nitrogen peroxide is said to be the first product 
of the action, and nitric oxide is derived from this by the action of water, because 
the relative ]>roportions of these two gases vary with the proportion of acid 
employed. For E. J. Joss's observations on the action of nitric acid on metals, 
vide 8 . 49, 45. 

According to J. H. Whiteley and A. F. Hallimond, the gases obtained when 
nitric acid of different concentrations -grams HNO 3 per 100 c.c. —acts on 0*3 grm. 
of purified iron at KXJ'" and 500 mm. press., are as follow (the nitrogen peroxide 
condensed in the receiver was not determined): 


Nitric acid Total 


((»rin‘s per 100 (*.(•.) 

NO 

N^O 


NH3 

(!it n.p 0 ) 

11*5 

32*0 

2*5 

13*3 

14*0 

47*5 c.c. 

21*5 

39*0 

2*5 

80 

18*2 

49*5 c.c. 

22*7 

410 

20 

8*0 

18-3 

51*0 c.c. 

23*9 

49 0 

20 

8*2 

14*1 

59*2 c.c. 

25*1 

74*0 

2-5 

5*5 

6*G 

82*0 c.c. 

20*3 

S3-0 

2 5 

5*8 

3*0 

91*3 c.c. 

27*5 

87*0 

2*5 

4*3 

2*0 

93*8 c.c. 

33*5 

90*0 

1*5 

3*5 

1*0 

95*0 c.c. 


There is a very striking discontinuity in the nature of the reaction when the cone, 
of the acid attains 24 grms. HNO 3 per 100 c.c. Much of the N 2 +NH 3 mixture is 
replaced by a mixture of NO 4 -NO 2 as the cone, of the acid changes from 23 to 
25 grms. HNO 3 per KK) c.c. The shar]) change in the character of the curves 
becomes less pronounced when a larger excess of nitric acid is ernjiloyed. The 
products of the reaction dej)oiKl on the concentration of the NO 3 as free acid or 
nitrate, and not on the acidity per se. No appreciable change occurred when the 
press, was reduced from 500 to 200 mm. By lowering the temp, of the reaction 
from 100 *^ to 45 *^, the same general results were obtained, but there was an increa.se 
in the proportion of nitrogen at the expense of the ammonia. It is assumed that 
the ammonia combines with the nitrous acid formed in the reaction, and the result¬ 
ing ammonium nitrite is subsequently decomposed : NH 4 N 02 ~ 2 H 20 +N. 2 . The 
nitrous acid can also be formed by the action of nitric oxide on nitric acid : 
2N0-fHN 03 ~|-H 20 = 3 HN 02 . The proportion of nitrogen peroxide which is 
formed increases with the concentration of the acid, and decreases when tlie temp, 
of the reaction is lowered. The yariatious in the proportion of nitric oxide are 
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dependent on the secondary reactions: 2 N 02 -fH 20 >-HN 03 +HN 02 , and 
d^ndent on „ ^ j suggested that the nitrous and nitric oxides 

E. Eamami represented the action of iron on the ferrous ni ra . 

4 Fe(N 03 ) 2 + 8 H 20 +llFe=- 4 NH 4 N 03 + 5 Fe 304 . When ammonium nitrate acte 
on iron, nitrosyl-ammonium, NH 4 NO, is said to be first formed as an interme la 0 
product. J. H. Whiteley and A. F. Hallimond found that the composition of the 
nitrogenous gases involved on treating cementite by the method indicated above, 
was as follows : 


Nitric add 
(({ranr^ per 100 c.r ) 

NO 

NgO 


NHt 

11-5 

530 

7-0 

7-8 

9-8 

16*5 

07-0 

<v0 

7-0 

51 

21-5 

81-0 

50 

(i-0 

3 t> 

27*5 

92-0 

40 

(••7 

l-O 


94-0 

50 

4*5 

1-8 

450 

88-5 

5 0 

,3-7 

0-2 


Some complex hydrocarbons, approximating on the average CHjj, arc produced ; 
and some of the hydrocarbons are slowly oxidized to Ciirbon dioxide. Taking the 
weight of iron consumed in producing the ammonia and 
nitrogen as ordinate, and the cone, of the acid as abscissa, 
they obtained the so called reaction curves, hig^ 349, for 
the effect with jiearlitic f>teels. They found that the reaction 
curves are in accord witli the mixture* rule. The reaction 
curves of quenched steels indicate a high energy content, and 
its gradual decrease in temj)ering. 

Observations on the action of nitric acid on metals were 
also mad(‘ by V. If. Veley, E. Divers, E. J, Maiiraeiie, 
d. J. Acworth, A. J. Ewart, V, Montemartini and E. Co- 
lonna, J. H. Stansbie, M. Drapier, A\ . 1). Bancroft, E. J. Joss, 
and A. Klemcnc. A. 0. Cuniming reported the bursting of 
cast-iron vessels containing a mixture of sulphuric and 
nitric acids. The metal contained large plates of graphite 
forming a network rid which the acid could pass within. 
The acid penetrated the metal to a depth of one-third the thickness, and small 
masses of iron salts crystallized in the interior. The disruption was produced by 
the expansion force of the growing crystals, even though corrosion w^as practically 
negligible. For the action of cone, nitric acid whereby the iron becomes passive, 
see the special section on the passivity of iron. A. Quartaroli observed that 
oxidation facilitates the dissolution of iron in acids. P. Pascal found that for vary¬ 
ing proportions of mixtures of nitric and sulphuric acid, then? is a concentration 
between 10 and 20 per cent, of water at which the resistaiice of steel is a 
maximum. P. Pascal o]>served that the addition of 5 per cent, sulpliuric acid 
to nitric acid considerably reduces the activity of the acid. B. (^ Ciriffin 4 )bserved 
tliai the attack on wrought iron, cast iron, and steel by 10 per cent, nitric 
acid is reduced in the presence of 1 per cent, of formaldebyde. According to 
L. E. B(‘nson, iron is nitrogenized bv beating it in a bath of 85 per cent, sodium 
nitrate, and 15 per cent, of sodium cliloride, at 51)0'’. The action of fused ftlkEli 
nitrates on iron was discussed by E. Fremy, E. Berger, L. Moser, and (’. S. A. Tat - 
lock —inde tlie ferrates. A. E. Menke said that molten sodium nitraie witli 
iron filings forms some sodium hyponitritc, but W. Zorn could not confirm tliis. 
L. Hackspill and R. Grandadam reported that when alkali nitrates and iron are 
heated in vacuo, the alkali metal is formed: e.g. KNOa+^Fe—FegOs+K+N- 
Lithium nitrate does not react in this way. G. B. Gates observed no reaction 
between iron and molten silver nitrate; and A. Naumann, no reaction with iron 
and a soln. of silver nitrate in benzonitriie. J. A. Jones found that sola, of 
ammonium, sodium and calcium nitrates develop cracks in mild steel plates owing 
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to their action on the intercrystalline cement, il. F. Bonilla studied the rate of 
attack by aqua regia. 

The action of phosphorus on iron has been discussed in connection with the 
phosphides— 8 . 50, 12. G. Tammann and K. Schaarwachter ® observed that the 
attack of iron by phosphorus can be detected at about 360'", and R. Vogel has 
investigated the efiect of phosphorus on the arrests. The reaction was studied by 
M. V. Euisakoft and I. N. Buschmakin. J. Percy pointed out that the presence 
of phosphorus reduces the malleability and strength of iron at ordinary temp., 
thus making the metal cold-short— i,e. brittle when cold. On the other hand, 
iron which contains enough phosphorus to be cold-short may be quite malleable 
at a high temp, such as that at which the metal is usually forged and rolled. 

O . J. B. Karsten said that if less than 0*5 per cent, of phosphorus be present, the 
(quality is not seriously affected ; with 0*6 per cent., the iron does not stand the 
breaking test; with 0*75 per cent., the iron fails under the breaking and bending 
tests, and its tenacity is low ; with 0*8 per cent., the metal is decidedly cold-short. 
Observations were also made by L. Schneider, J. A. Barr, J. Wagner, B. W. Cheever, 
and H. von Jiiptner. The interpretation of the equilibrium diagram, and the efiect 
of phosphorus on the critical points of iron, were studied by E. Gerecke. 
J. E. Stead, J. L. Ilaughton, W, Venator, F. Wiist, K. Heitmann, J. H. Whiteley, 

P. Oberhofler and C. Kreutzer, H. Esser and P. Oberhoffer, N. S. Konstantinoff, 
H. Gontermann, B. Saklatwalla, A. Allison, H. Voss, F. Osmond, H. M. Howe, 
J. E. Stead, E. Richarmc, R. Mitsche, and P. Goerens and W. Dobbelstein 
examined the effect of phosphorus on the iron-carbon alloys, and their results 
have been previously described, K. Schichtel and E. Piwowarsky found that 
phosphorus reduces the solubility of carbon in liquid iron. W. F. Holbrook and 
co-workers studied the diffusion of phosphorus in molten iron. J. E. Stead 
sho>ved that the effect of increasing proportions of carbon is to throw free iron 
tritaphosphidc out of solii. : 


Carbon 

0 

0125 

(JihU 

0 70 

0-80 

1-40 

2-00 

3-50 per cenC 

Fe,P. 

0 

0-18 

0-511 

100 

1-00 

I-IO 

I'lH 

1-40 

P in soln. . 

1*75 

1 37 

M8 

0 75 

0-70 

0-60 

0-55 

0-31 


/S00°r J- J 


With only 0*18 per cent, of carbon, free phosphide is formed, and the phosphide is 
then surrounded by pearlite ; with 1*4 per cent, of carbon, the eutectic phosphide 
becomes surrounded by a layer of cementite which increases 
in thickness as the proportion of carbon increases. The 
interior has the character of a solidified eutectic. On reheating 
the mass to 9W, and allowing it to cool slowdy, the cementite 
formed independent cells cutting up the pearlite into a number 
of small grains. The phosphide eutectic retained its original 
position and was no longer surrounded by the cementite; the 
ciunentite diffused throughout the iron at 900^, but not so 
the ])hosphide. When the carbon exceeds 2 per cent., there is 
evidence of a carbi(le-]ihosphide eutectic which contains 6*7 
per cent, of phosphorus and 2*0 jier cent, of carlion. Thi^ 
was confirmed by F. Wiist. J. K. Stead showed that phos¬ 
phorus and carbon each require its quota of iron, and the 
presence of either diminishes t}u‘ nmoimt of the other simul¬ 
taneously pre.sent in pig-iron; but phosphorus is without 
influence on the actual conditions of the carbon in pig-iroii. 

This was confirmed by J. T. McKenzie, H, O. \on Samson- 
llimmelstjerna, and K. A. Sclireiber. K. Schichtel found 
that the introduction of phosphorus into the iron-carbon alloys 
altered the carbon solubility curve, the SE line, as indicated 
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in 


Fig. 350. 


The 


effects of phosphorll^ on the proportion of carbon in the eutectic, and on the eutectic 
temp., are indicated in Fig. 351. Observations ^vere also made hy E. Sohnehen 
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and E. Piwowarsky, M. Kiinkele, P. Bardonheiier and M. Kiinkele, H. Schenck, 
H. S. Rawdon, J. T. McKenzie, H, Sawamura, 0. Bauer and K. Sipp, J. H. Higgins, 
R. Vogel, L. Jordan, F. Fettweiss, F. Saiierwald and W. Hummitzsch, and 
F. Wiist ; whilst R. Vogel and 0. de Vries studied the ternary system: Iron- 
'phosphorus-sulphur. P. Goercns and W. Dobbelstein, E. Thews, and 0. von Keil 
and R. Mitsche studied the influence of silicon on the 
system: Fe-P-C. J. H. Whiteley examined the distri¬ 
bution of the phosphorus in steel between the Ac^- and the 
Ac 3 -Hrrest. He concluded : 

When ordinary hypoeutoetoid steel is heakd to, and main¬ 
tained at, temp. betwt>en tlie critical points Acj and Acg, jiart of 
tho phosphorus contained in the y-iron diffuses into the adjacent 
ferrite owing to tho fact tliat, under these conditions, the phos¬ 
phorus is more soluble in the latter than in the former. With a 
series of steels in which the j)hosphoriiB varied from 0‘006 to 0-12 
per cent., it is pliosjdiorus which diffuses out of the y-iron. The 
lowering of tho s<ilubility in tlio y-iron is most probably duo to 
tho presence of dissolved carbitlo. At temp, below (>50 , phos- 
2 >horus diffjiscs extremely slowly in ferrite ; above this tein]>., the 
velocity gradually increases, and above SOC it is (piite rajiid, for 
a diffusion which recpiires 4 hrs. to complete at 740"’ is comj)lete 
in 15 mins, at 8:i0 . Tin* velocity of diffusion of phosphorus in 
y-iron also increases with the temp, in a similar manner, but it is 
never so high as that at Hhi< h th<' carbon travels. At or near 
the Acj-arrcst tla' '-peed of tliffusion suddc'nly dimiiUNlKs, 
heating steels slowlv through the critical range, a reticulated 
structure is produced which is also duo to the uioveinent of 
pliosphorus in tho y-iron. The lowest temp, at which this structure is formed dejxuids 
U 2 )on the carbon-content of the steel; with 0*18 }>er cent, of carbon it was about 820"’ and 
with 0‘06 per cent. 870 . Owing to tho fairly rapiil rate at which })ho8i>horu8 diffuses in 
y-iron above 820”^, it is possible, by heating .sections of steel jilates at a temj). just below 
the Acj point, to remove completely the ex(‘ess of phosphorus eontainecl in the rniero- 
gliost-line included in the areas occu{>ied hy the y-iron. This treatment does not entirely 
remove the lines, however, for, although not so pronounced as formerly, they enn still be 
detected by etching, even in samiiles containing le.ss than 0-()2 per cent, of phosphorus. 
Their presence would appear to Ix^ due, tli(‘refore. to the uneven distribution of some other 
substanee besides idiosphonis. 
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C. Kreutzer found that the X-r<uiiograius agree with tlie assuiiijition that with 
up to 1*7 per cent, of phosphorus, .solid .soln. are formed ; that with increasing 
phosphorus, the indications of the tritaphosphide becomes stronger, and with 
15*58 per cent, phosphorus the tritajihosphide with a tetragonal lattice having 
a : c—1 : 0*3482 is formed ; with 21*5 per cent, phosphorus, the he mi phosphide 
is formed ; and with still more phosphorus, an unknown compound is produced. 
The subject was studied by F. Rogers, B. Kjerrrnan, H. Jungbliith, If. Schottky, 
J. B. Friauf, N. S. KonstantinofF, 0. Kuhn, S. B. Hendricks and P. R. Kosting, 
H. le Chatelier and S. Wologdine, and (J. Hiigg. The solubility of })hosphorus 
in iron was examined by J. E. Stead, A. E. Cameron, and E. 1). Campbell and 
S. ( \ Babcock ; the rnicrostructuro, byd. O. Arnold, J. PI. Stead, N. S. Konstantinofl, 
E. Piwowarsky, B. Saklatwalla, and B. Strauss ; the segregation of the phospliorus 
or phosphide, by P. Oberhoffer, J. AV. Bolton, B. W. Cheever, L. Schneider, 
A. Carnot and E. Goutal, E. Piwowarsky, H. A. Schwartz and A. N. Hird, and 
J. E. Stead ; and the sp. gr. by d. O. Arnold C. Benedicks’ results for liquid iron 
are indicated above, Fig. 350. P*. Roll found that phosphorus partly favours, and 
partly hinders, the decomposition of the carbide in cast iron; 0. von Keil and 
R. Mitsche, that phosphorus hinders graphitization; and K. Schichtel and 
E. Piwowarsky, that phosphorus decreases the solvent power of iron for carbon. 
C. H. Heidy, and B. Kjerrrnan studied the effect of phosphorus on the pearlite 
interval; W. Bischof and E. Maurer, the distribution of phosphorus between iron 
and slags; H. Pinsl, Y. Yamamoto, and M. Kiinkele, the phosphide eutectic in cast 
iron; and P. Bardenheuer and M. Kiinkele, A. E. (/ameron, and H. Jungbluth 
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and H. Gummert, the effect of silicon on the phosphide eutectic. The effect of 
phosphorus on the casting shrinkage was studied by W. J. Keep ; the diffusion of 
phosphorus in iron, by A. Fry, and N. 0. Marples; the sp. voL, by C. Benedicks 
and co-workers; the hardness, by N. S. Konstantinoff, B. Saklatwalla, W. Koster, 
and E. d’Amiro ; J. J. Porter, and D. Saito and K. Hayashi, the fluidity which 
increases linearly with the proportion of phosphorus ; and the mechanical properties, 
by r. J. B. Karsteii, J. E. Hurst, F. F. McIntosh, F. Wiist and R. Stotz, A. Stadeler, 
J. S. Unger, N. J. Gebert, A. Miiller-Haiife, E. W. Rettew and L. A. Banning, 

E. ('. Groesbeck, H. H. Beeny, A. E. M. Smith, R. (\ Good, M. Hamasumi, 

F. Fettweiss, A, Wimmer, W. H. Hatfield, H. Ford, R. Moldenke, W. Guertler, 

E. Touceda, R. H. Smith, B. H. Paul, E. d’Amico, R. M. Howe, J. H. Higgins, 

G. R. Johnson, J. de Kryloff, E. Maurer and W. Haufe, Jf. f. Goe, J. E. Johnson, 

F. (traziani, W. E. Dennison, R. T. Rolfe, K. F. McIntosh,.). E. Fletcher. A.tjedebur, 
P. R. von Tunner, T. 1). West, W. Keep, K. Taniguchi, .1. E. Hurst, E Piwo- 
warsky and co-workers, and J. E. Stead. F. F. Mclntosli found that the endurance 
properties and strength of steel increased with the jdiosphorus-content between 
()-01 and 0-10 per cent., without producing a proportional loss in ductility. J. H. Teng 
found that malleable cast irons having approximately ()*8() to 0*90 per cent, 
combined carbon; 1-08 to 1*20 per cent, graphitic carbon ; 0*200 to 0-210 per 
cent, silicon ; 0*006 to 0*008 per cent, sulphur; no manganese, and variable pro¬ 
portions of phosphorus, liad the mechanical properties in tons per sq. in.: 


Pliosphorus 

OOlO 

004() 

0-090 

0-144 

0-210 

0-302 

0-412 

0-508 per cent. 

Yield-point 

17-20 

17-30 

17-05 

17-90 

18-20 

18-70 

19-20 

19-80 

Max. stress 

22-85 

22-90 

22 54 

22 20 

22-20 

21-50 

20-75 

19 95 

Elongation (4 ms.) . 

3-8 

3-5 

3 5 

3-1 

3-2 

2-9 

2-2 

0 per cent. 

Reduction area 

3-12 

3-00 

3*10 

2-80 

2-85 

2-00 

1-5 

ml per (ent. 

Transverse strength. 

3 0 

3-07 

3 55 

3 50 

3-40 

2-95 

2-55 

1-80 

Deflection 

0-57 

0-57 

0-50 

0-50 

0-53 

0-44 

0-37 

0-18 in. 

.-Vngle of bend. 

00 '^ 

02 " 

58" 

55^ 

55" 

45" 

30" 

nil 

Brinell's hardness 

175 

180 

184 

193 

203 

224 

253 

308 


He also found that the Izod test fell from 8*5 ft.-lbs. with 0*06 phosphorus to 3*0 
with 0*465 per cent. N. S. Konstantinoff measured the electrical conductivity. 
The observations of E. d Amico on the sp. gr., hardness, the mechanical properties, 
the electrical resistance, and the magnetic properties arc summarized in Figs. 352 
and 353, where the electrical resistance is expressed in olinis per metre jier sq. mm. 




Figs. 352 and ,353.—The Effect of Phosphorus on the Mechanical Properties of Iron. 

section; the coercive force is for R—13,000, and the hysteresis for R=10,000J 
the tensile strength and elastic limit refers to kilograms per sq. mm.; and the 
elongation is in percentages. One per cent, of phosphorus raises the electrical 
resistance 11*0 microhms per cm. cube. W. M. Hicks found that phosphorus 
ftnd arsenic decreased the coercive and the hysteresis loss of iron. The subject was 
studied by F. Goltze, H. F. Parshall, and J. H. Partridge. 

According to R. Finkener, the general opinion is that phosphorus makes steel 
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less resistant to corrosive influence, altliough C. Diegel did not And this to be the 
case with plates of iron exposed for sixteen months to sea-water in Kiel harbour. 
The results showed that the losses in weight per sq. dm, were : 

P . . 10-01 0-09 0-23 0-45 0-84 0-85 per cent. 

Loss . 7 00 6 -10 5-71 6-48 6-16 4-93 grms. 


The resistance was ascribed to the formation of an iron phosphide which is not so 
readily corroded as iron. The experiments of E. Heyn and 0. Bauer with iron 
containing larger proportions of phosphorus than those employed by C. Diegel, 
were very irregular. This is attributed to the unequal distribution of the phosphide 
favouring galvanic action. The subject was studied by L. Tronstad and J. Sejer- 
sted. H. Endo, Fig. 354, observed the losses in grams per sq. cm. during 5 hrs’. 
exposure at ordinary temp, from alloys with 0*35 to 0*45 per cent, of carbon and 


Phosphorus . 0-75 1-35 

|H,S04 • 002688 0-03274 

Loss HCl 0-02388 0-02366 

(HNO 3 . 0-06422 — 


1-81 3-10 6-84 

0-04255 0-03904 0-02478 

0-02666 0-01737 0-00847 

0-04642 0 05170 0-03177 


12-17 per cent. 
0-00832 
0-00351 
0-02605 


W. S. Calcott and co-workers, and M. Merlub-Sobel observed that the phosphorus 
iron ; and A. Granger found that in the vapour of 
phosphorus trifluoride, trichloride, and tribromide, iron 
phosphide is formed ; the metal is also attacked by 
phosphorus iodide, P2T4. A. Sieverts found that iron 
is dissolved by a soln. of sodium hypophosphite. 
H. Schackmann and W. K rings represented the 
action with phosphorus pentoxide by the equation: 
5 Fe-}-P 205 T=^ 5 Fe 0 H~ 2 P. According to E. Erlenmeyer 
and 0. Heinrich, a 48 per cent. soln. of phosphoric 
add rapidly dissolves finely-powdered iron with the 
evolution of gas and the formation of a green liquid 
thought to contain Fe(H 2 P 04 ) 2 . AV. Holm observed 
that cold, 10 per cent, phosphoric acid dissolves 0-27 
grm. per sq. dm. from purified unaiinealed iron, and 
0*14 grm. from the annealed metal; whilst the hot 
acid dissolves 5*77 grins, from the unaniiealed metal 
and 12-3 grms. from the annealed metal. According to P. R. Kosting and C. Heins, 
with 0-5 in. discs of armco iron and 50 per cent, phosphoric acid after an hour's 
action, the loss in weight was 0-13 grm.; and with the addition of 0-49 per cent, 
arsenic oxide, 0-00 grm.; with 0-75 per cent. HCl, 0-04 ; with 0-75 per cent, pyridine, 
0*10 per cent. ; with 0-45 per cent. HF, 0-14 per cent. ; with 0-27 per rent. H 2 ^^iF 6 » 
0*14 per cent.; with 0*75 per cent. H 2 SO 4 , 0-16 per cent.; with 1 c.c. of pine 
oil per 100 c.c. of soln., 0-05 per cent. ; and with 1 c.c. of mucilage per 100 c.c., 
0*06 per cent. V. K. Pershke and co-workers studied the resistance to the acid of iron 
alloys containing copper, lead, aluminium, and zinc. Those with copper were best. 
R. L. Jenkins and co-workers found that the presence of about 0-1 per cent, of 
furfuraldehyde and 0*003 per cent, potassium iodide inhibits the action of 75 per cent, 
phosphoric acid on iron. The action of phosphoric acid on iron and its alloys was 
studied by F. Clarkson and H. C. Hetherington, R. Finkener, J. H. Gravell, 
J. Ileimann, V. K. Pershke and co-workers, P. R. Kosting and C. Heins, 
A. M. Portevin and A. Sanfoiirche, M. V. Ruisakoff and I. N, Buschmakin, and 
M. Wunder and B. Janneret. 


chlorides readily attack 



Fjq. 354.—The Corrosion of 
Iron - Phosphorus Alloys 
by Acids. 


A method for protecting the surface of iron and steel from rusting was developed by 
T. W. Coslett,® and hence called coslcttizing. The metal is coated with a basic iron phosphate 
by treating it with a dil. soln. of phosphoric acid to which some iron filings have been 
added to control the action. W. I. Oeschger modified the process by adding the oxide of 
some metal of the third, fourth, or fifth groups. In one modification, manganese dioxide 
is added to T. W. Coslett’s soln. in order to accelerate the action by removing hydrogen 
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from the metal surface. The patent was assigned to the Parker Co., and hence the process 
is called parkerizing. The subject was discussed by W. H. Allen, E. M. Baker and 
co-workers, E. L. Blassett, 0. W. Koskill, J. Cournot and co-workers, L. E. Eckelmann, 
F. Koike, L. C. Morrow, M. T. Murrays E. Rackwitz, and J. W.AVunsch. 

The effect of arsenic on iron was discussed in connection with the iron arsenides 
— 9 . 51, 10. G. Tammann and K. Schaarwachter observed that the attack of 
iron by arsenic begins at 420° and increases rapidly with a rise of temp. K. Fried¬ 
rich gave the equilibrium diagram for the system: Fe-As. The alloys were dis¬ 
cussed by 0. Bauer, P. Blum, A. Carnot and E. Goutal, H. J. French and T. G. Digges, 
W. Guertler, W. N. Hindley, (J. J. B. Karsten, E. Kordes, P. E. McKinney, 
J. Marchal, W. Mathesius, E. Maurer and W. Haufe, M. Merle, P. Oberhoffer, 
F. Osmond, and J. Weeren. C. F. Burgess and J. Aston found that alloys with 
4 per cent, arsenic forge well, machine easily, and weld in the electric welder. With 
high arsenic, dull forging heats are not suitable. J. E. Stead found that 4 per cent, 
of arsenic had no marked influence on the working properties ; while P. Blum said 
that 4 per cent, of arsenic makes steel brittle ; and F. W. Harbord and A. E. Tucker 
found that the presence of 1*4 per cent, of arsenic does not make the metal red-short. 
F. Osmond added that arsenic raises the temp, at which the arrest A 3 at 855° 
occurs in the cooling curve, and makes the point less distinct; while it has no effect 
on the arrests A 2 and Aj, and it thus resembles the action of silicon —vide infra, 
the action of copper; and for P. Oberhoffer and A. Gallaschik’s observations, 
vide 9 . 51, 10. J, Liedgens found : 


Arsenic 

0*3 

0-7 

1-4 

L9 

2-5 

3‘3 3 5 jx'r cent. 

UpiKT arrest, A 3 

855" 

859° 

848° 

_ _ 


— 

Lower arrest, A^ 

678° 

659° 

658" 

656° 

650° 

639° 630° 


Observations were made by A. E. Cameron, and P. E. McKinney. (C Hiigg 
studied the X-radiograms of these alloys. J. O. Arnold measured the sp. gr. of the 
alloys. J. Liedgens’ observations on the p. gr., the mechanical properties, the 
electrical resistance, and tlie magnetic properties are summarized in Fig^. 355 and 
350. P. E. McKinney, and 0. Bauer studied the mechanical jiroperties of these 




Fios. 355 and 356.—The Effect of Arsenic on the M<‘chanical, Electrical, and Magnetic 

Properties of Iron. 

alloys. The tensile strength and elastic limit are expressed in kilograms per sq. mm.; 
the elongation and reduction of area in percentages ; the electric resistance, in ohms 
per metre per sq. mm. sectional area ; the hysteresis, in ergs per c.c. G F. Burgess 
and J. Aston also found that the magnetization of iron is improved by the presence 
of arsenic. The results for the magnetization, or magnetic induction, B, of alloys 
of iron and arsenic—unannealed, annealed at 075° and 1000°, and quenched from 
900°—for magnetic fields of intensity H gam^s, are given in Table XLIX, while the 
results for the coercive force (i^^max."200), and retentivify -200) are given 

in Table L. “ S ” refers to Swedish iron, and “ kfl ’’ to electrolytic^iron forged. 
Observations were also made by W. M. Hicks, E. K. Smith and if. ('. Aufderhaar, 
and E. Maurer and W. Haufe. 

P. Bert'hier observed that arsenic alloys with iron are more readily corroded than 
iron alone. E. Heyn and O. Bauer's experiments appeared to support this state- 
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Table XLIX.—Maonetization of Iron-Absenic Alloys. 


// 


Arsenicj 
(per i 
cent ) j 

Not 

Amu'rtloil 



at (>7.*. 

S 

9,500 

10,000 

El 

13,100 

10,000 

0*29 1 

10,500 

13,200 1 

0-43 

7.000 1 

7,800 

0-92 

(>,200 j 

6,250 

181 

8,300 

11,850 

3 50 

12.400 

14,200 

3’80 

13,850 I 

1.5,0.50 

414 

13,300 j 

14,2(K) 


1C 



Annealed 

(K>eiiclM<l 

Not 

at KK.K) 

from IHX; 

annealed 

10,850 

, 8.400 J 

17,450 

13,350 

, 11,800 ' 

18,850 

10,800 

11,200 ; 

18,350 

10,400 

8,100 

17.800 

11,9,50 j 

12,000 ' 

17,950 

12,000 

10,300 

17,950 

12,300 

13,150 

17,950 

14,850 

13,000 

17,000 

14,050 

- 

18,200 


km; 


Annealed 

Annealed 

Quenched 

at 64 .V 

at KMK)" 

( tuiiii 900 

18,0«) 

17,200 

i 

18,850 

18,200 

' 18,150 

18,550 j 

17,850 

j 17,950 

18,100 

17,250 

1 17,000 

18,550 

17,950 

1 18,250 

18,750 

18,150 

18,250 

18,750 , 

17,950 

18,000 

18,050 

17,850 

18,100 

18,4.50 1 

18,150 



Table L.—Coercive Force \ni> Ketentivitv of Iron-.^rsenk’ Alloys. 


Arsoruc 


Co<*roive forro 




(per 
rent ) 

Not 

1 

Annealed , 

Annealed 

Queiif hod 

N'ot 

\nncalcd 

Annealed 

Quenched 


annealed 

at 675° ' 

at 1000’ 

from 000 

1 

i 

iimealcd 

at 6.">0 

at KMM) 

fnnn <MH»’ 

S 

55 

4-8 

3-9 

1 

5 0 , 

11.400 

12,700 

1 9,000 

8,.500 

El 

5-5 

(>•2 

i 51 

2 5 

12.300 

13,800 

10,000 

8,000 

0*29 

0-5 1 

5*5 

4-5 1 

10 

12,400 

14,000 

1 9,900 

10,800 

0-43 

8-2 

80 

5*5 j 

4 3 

12,700 

12,700 

' 9,4(K) 

8,600 

0*92 

95 

9-2 

1 5-3 1 

3 0 

12,700 

14,700 

12,300 

9,500 

1-81 

5 9 

5 0 

i 3-7 1 

341 

10,300 

12,200 

8,900 

8,600 

3-50 

4*5 

40 

, 2-7 

2 7 

11.000 

13,4(H) 

8,600 

8,900 

3 80 

44) 

3-5 

24) 

21 

12.100 

13,000 

0,500 

8,600 

414 

50 

3-3 

1 2 3 


10,800 

12,‘KH) 

8,900 

j 



ment, but they were not satisfied with the results. (’. F. Burgess jind d. Aston 
observed that with electrolytic iron alloyed with arsenic • 


Arsenic 

0 

((•292 

0 43(( 

0-915 

1-810 

3 ■862 

4-141 

5-362% 

Acid corrosion . 

1-300 

0-448 

0 815 

0-405 

0131 

0-086 

0102 

0-144 

Atm. corrosion . 

0-499 

0-405 

0-343 

(( 425 

0-352 

0-312 

0-361 

0-306 


the acid corrosion refers to the loss in grams per .sq. dm. when immersed in 20 per 
cent, sulphuric acid for an hour ; and atmospheric corrosion to the loss in kgrms. 

per sq. metre per year when exposed to the weather for 
162 days from July to February. The resistance to atm. 
corrosion is about the same as for electrolytic iron. 
1 j. Lindet noted that the presence of arsenic tlioxide re¬ 
tards the corrosion of iron —vide infra -and C. F. Burgess 
and S. G. Engle, and }*j.* Heyn and 0. Bauer made a 
similar observation with arsenic trioxide in sulphuric acid. 
E. Heyn and O. Bauer’s results wdth 1 per cent, sulphuric 
acid are illustrated in Fig. 357, taking the result with no 
arsenic trioxide present as the standard. The addition of 
0-0069 grm. reduced the attack to one-third. H. Anthes 
observed the formation of arsine when arsenical sulphuric 
acid acts on iron. Observations were made by W. N. Hindley, and A. E. Cameron 
and G. B. Waterhouse —vide supra, sulphuric acid. When iron is allowed to stand 
in contact with anhydrous arsenic trichloride, L. Kahlenberg ,and J. V. Steinle 
found that some arsenic separates out; at lOO"", there is a feeble reaction. They 
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Fig. 357.—The Effect 
of Arsenic Trioxide 
on the Attack of 
Iron by Dilute Sul¬ 
phuric Acid. 
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also ol)sorvofl no sopnrntion with arsenic tribromide. The effect o{ hydioehlorie 
acid on tlie (‘orrosion of iron hy arsenic trichloride was studied hv H. K. Patten. 

(. 1 . Tanunanu and K. Hcliaarwachter ohserved that antimony herons to attack 
iron at about blO', and the rate increases rapidly witli rise of temp. (\ , 1 . B. Karsten 
found that I per cent, of antimon\ acts very injuriously on iron ; ()-J 4 t per cent, 
made bar iron so cold-short as to l>e worthless. L. J. Tlu'mard observed that au 
alloy of antimony with twice its weijrht of iron, sjmrks when it is filed. The equili- 
hrium dhigrain was studied by N. S. Kurnakoff and N. S. Koiistantinoff lude 
9 . 52, b. (1. Tanimann and \V. Sa]‘ze studied the residue left after treating the 
alloy with an acidified soln. of ammonium persulphate. P. Gocrens and K. Elligeii 
observed that the temp, of the primary separation of austenite from molten pig- 
iron, and the solidification temj). of the eutectic, are lowered by antimony ; the 
temp, of the pearlitie change is not affe*‘t<‘d ; and tin* magnitude of tlie recaleseeiice 
decreased as the ju’oportion of antimony was increased, (b Hiigg studied the 
X-radiograms. K. K. Smitli and If. (\ Aufderhaar. and A. M. Portevin found 
that antimony affef*t(‘(l the mechanical jiroperties like aisenic does. A. b. Norbiiiy, 
and II. .f. Eremh and T. (b Digges .studied some r>f th<‘ alloys. i\ K. Ibirgess and 
J. Aston said that tlie alloys of antimony seem of no value as a ni,igueti(* material, 
'the alloys are dittieult to work. \V. (biertler, and P. Oberhoffer discussed tin* 
alloys, and A. Lotti ol)s(‘rve(l that iron ])ans are ctirrodcd by molten lead containing 
antimony and copper. H. K. Patten studied the corrosion of iron 1)V antimony 
pentachloride in th(‘ jireseiue of hydrochloric acid. The redncfion of antimony 
from soln. of antimony salts has been jirevionsly discussed 9. 52, 0 . Tlie reaction 
was studied by J. Thiele. 

(\ J. B. Karsten found tliat 1 per cent, of bismuth had little effect on the quality 
of the iron, but the metal did not work so W(‘1I; C. F. Burgess and .1. Aston examined 
this subject. The alloys were discnissed in connection with the bismuthides -9. 
53, 7, Cb llagg studied the X-radiograms. (\ F. Burgess and J. Aston found 
2 per cent, of diamagnetic bismuth improved the ferromagnetism of iron; other¬ 
wise, the alloys furnished no features of particular interest. For the action of 
antimony, vide the antimonides, 9. 52, 9; and bismuth, vide the liismuthides, 9. 
53, 7. P. Oberhoffer discussed the alloys. N. Ageeff and M. Zamotoriii studied 
the diffusion of bismuth in iron. F. K. Smith and H. (\ Aufderhaar found that 
bismuth softens and decreases the strength of cast iron. The reduction of bismuth 
from soln, of bismuth salts lias been previously discussed— 9. 53, 5. F. E. Brown 
and J. E. Snyder found tliat vanadyl trichloride, VOPI 3 , does not act on iron either 
at ordinary temp, or at the b.p. 

S. Konobejewsky discussed the solid soln, of iron in graphite ; the solid soln. 
of carbon in iron has been previously discussed. G. Tammann and K. Schaar- 
wachter observed that carbon begins to attack iron at about 1145'\ H. Trapp 
discussed tin* mechanism of the attack of iron by carbon. For the action of carbon, 
eide infra, corrosion ; ccmeiitatioii; the allotropic forms of iron ; tlie carbides, 
6 . 39, 20 ; and Vide ,saj)ra for the effect of carbon on the jihysical ]>roperties 
of iron, F. Fischer and H. Bahr studied the carbides; and Vs. F. Holbrook and 
co-workers, the diffusion of carbon in molten iron. A. Rossel, and A. Bossel and 
b. Franck found that v^hen iron is heated with calcium carbide in air some iron 
nitride, and calcium oxide are formed. O. Meyer studied the action of silicon 
carbide, chromium carbide, and molybdenum carbide on iron, and found the 
metal is attacked at temp, approximating 15(H) . The absorption of methane l>y 
iron is indicated in coiinertioii with i^tble IjJ. G. Cdiarjiy and S. Bonnerot 
^aid that when iron is heated in contact with graphite it does not become 
carburized at 950'’ unless at least traces of oxygen or of a carbon oxide are 
present, but F. Giolitti and co-workers do not agree. W. Hempel, and F. Osmond 
found that the diamond reacts with iron at ll() 0 ', and sugar-charcoal and 
grajihite at about 140()\ According to R. Schenck, the action of metliane can 
be represented by the equation 3Fe | (.914 Fe^O-i 2 Ho~ 35.811 caN,, where 
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CH4=C+2H2-21,368 cals. The relative proportions of the gases at different 
temp,, and under atm. press., in the system : CH 4 ^C-f 2 H 2 , are : 



310° 

445*’ 

580° 

080° 

710° 

720° 

740’ 

CH, 

. 90*20 

7700 

36*65 

16-82 

1300 

11*95 

10-90 

. 

0*80 

2300 

65-35 

83-18 

87*00 

88*05 

98-10 

and ill the sy.vtem : 

3Fe-(-CH4f^Pe3C-|-2ir« ; 






.*{10” 

300° 

445° 

580“ 

mr 

710’ 

7ai 

FH, 

- 

98*30 

95*70 

59*80 

22 70 

15*23 

1207 

R. , 

trace 

1*70 

4 30 

40*20 

77*30 

87*77 

87-93 


The results are plotted in Fig. 358. The two curves intersect at 720^. The reaction 
was studied by T, Watase, and F. Eisenstecken—tntfe cementation. The reaction 

was studied by A. Johansson and R. von 
Seth, E. D. Campbell, M, Mayer and V. Alt- 
mayor. F. Durau and C. H. Teckentrup 
found that the absorption of methane by 
iron is purely adsorption, and similarly 
with methane, ethane, and propane. 
H. S. Taylor and R. M. Burns observed 
that at 25°, 100°, and 218°, one vol. of 
iron absorbs respectively 0*25, <0-05, and 
<0*05 vol. of ethylene. The reaction was 
studied by R. N. Pease and H. S. Taylor, and 
W, Ipateeff and N. Kliukvin. A. Magnus 
and R. Klar studied the absorption of 
ethylene by pyrophoric iron; and F. Durau 
and C. H. Teckentrup found the adsorption 
of ethylene is purely an adsorption process, 
and similarly with propylene. IL Hollings 
and R. H. Griffith studied the adsorption of 
hydrocarbons. H. Moissan and C. Moureu 
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Fro.^ 358.—Equilibrium Curves for the 
System with Methane and Iron. 


observed that finely-divided iron eatalytically decomposes acetylene into its 
elements, and at the same time forms a trace of a condensation product of 
acetylene. 1 he action of acetylene on metals was also discussed by H. Reckleben 
and J. Scheiber, W. R. Hodgkmson, E. Tiede and W. Jeniscli, and J. F. Durand 
and M. Banos. L, Hofmann and E. Groll observed that the solid phase produced 
when benzene vapour acts on iron at 700° contains carbon, iron, and principally 
cementite. S. I. Levy and R. Defries studied the corrosive action of turpentine 
on ^roii. U. Hofmann and E. Groll found that at 700°, benzene passed over 
iron furnishes carbon and cementite. S. P. Uspensky and N. I. Ladiiizhnikova 
observed a loss of 10 mgrms. per sq. cm. by 8 months’ exposure of iron to motor 
benzene. E. W. Kanning and 0. W, Brown studied the catalytic decomposition 
of kerosene by iron. 

For the absorption of carbon monoxide by iron, vide Table LI. A. F. Benton 
and co-workers, K. Iwase, F. Rapatz, and A. Villachon and G. Chaudron also 
discussed the subject. F. Durau and 0. H. Teckentrup showed that the absorption 
IS purely an adsorption process. According to H. S. Taylor and R. M. Burns, 
absorbs 0*70, 0*20, and 0*10 vol. of carbon monoxide respectively 
• ^ Stoffel said that the pentacarbonyl which is formed 

w adsorbed by the iron, and it forms a protective film on the surface of the metal. 

. 1 arravano and C. R. del Turco found that deoxidizing agents in steel reduce 
the occluded carbon monoxide; and they also usually reduce carbon monoxide 
l^^gh temp. K. A. C. Elliott studied the oxidation of cystein and 
^ \^^?*ycollic acid with iron catalysts. P. Farup discussed the catalytic action 
o iron ores in reducing carbon monoxide. R. N. Pease and L. Stewart compared 
the catalytic activity of iron, nickel, cobalt, copper, and silver on the hydrogenation 
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of ethylene ; 8. Kodania, C. M. Loane, and H, Bitter studied the catalytic action 
of iron in the synthesis of oils, etc. R. Yoshimura, A. Jaeger, J. H. Jones 
and co-workers, S. Kodama and K. Fujimura, R. N. Pease and H. 8. Taylor, 
P. Rischbieth, H. Tropsch and A. von Philippovich, 0. Warburg, 0. Warburg 
iiud W. Brefeld, and R. Yoshimura, the activation of charcoal catalysts by iron ; 
0 . Baudisch and L. A. Welo, the formation of a blue colour with benzidine hydro¬ 
chloride and hydrog^en dioxide, and the growth of the Bacierium lepisepticum ; 
and M. 0. Boswell and C. H. Bayley, the action of ceiic oxide as a promoter of 
the catalytic activity of iron. B. S. Srikantan compared the atomic energy and 
efficiency of iron as a catalyst. 

H. F. Coward and P. G. Guest compared the ignition temp, of gases by heated 
metal bars, and found that iron did not give comparable results. H. C. Green¬ 
wood, and A. Johansson and R. von 8eth, studied the surface decarburization of 
steel by heating it in carbon dioxide. N. Parravano and C. R. del Turco found 
that the deoxidation of steel reduces the amount of absorbed carbon monoxide, 
and that the usual deoxidizing agents, employed in the steel industry, reduce 
both carlmn monoxide and dioxide at high temp. H. St. C. Deville observed 
that carbon monoxide, like hydrogen, can diffuse through red-hot iron ; and a 
similar observation was made by T. Graham. According to C. Decroly, at atm. 
press., carbon monoxide doe.s not diffuse through a steel tube of 3*5 mm. thickness 
at BW and at 1000°. L. Cailletct found that the gases which escape from cast 
iron in a state of fusion contain some carbon monoxide as well as hydrogen .^nd 
nitrogen. T. Graham obtained the gas from meteoric iron. P. A. Klinger found 
that electrolytic iron with 0*03 per cent, of carbon contained 0*0075 per cent. CO 
and 0*0078 per cent. CO 2 , and after heating to redness in carbon monoxide, contained 
0*0050 per cent. CO, and 0*0059 per cent. CO 2 ; while with electrolytic steel with 
1*2 per cent, of carbon and containing 0*0050 per cent. CO and 0*0108 per cent. 
COo, after heating to redness in carbon monoxide, contained 0*0044 per cent. CO 
and 0*0138 per cent. CO 2 . Observations were made by V. Lombard, H. C. H. Car¬ 
penter and C. C. Smith, N. Nikitin, and A. Villachon and G. Chaudron. With the 
molten metals, P. A. Klinger found the results indicated in Table LI. P. D. Merica 
discussed the effect of absorbed gas on the magnetic properties. 


Table LI. —The Effect of the Absorption of Carbon Monoxide bv Molten 

Iron. 
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Eloctrolytif iron 

004 

0002 

0-0525 

0*0070 

0-03 

0-022 

00450 


Siemens-Martin’s 









basic steel 

047 

0-008 

0-0463 

0-0050 

0-44 

0-023 

0-1538 

— 

(’rvioible steel . 

0-37 

0-035 

0-0637 


0-26 

0-022 

0-1400 

— 

('rucible steel . 

0*72 

0-002 

0-0575 


0-60 

0-021 

0-1337 

— 


The formation of iron carbonyls by the action of carbon monoxide on finely- 
powdered iron at about 120° was discussed in connection with the carbonyls — 
6 . 39, 27, T. Bahr observed that at 400° to 600°, some substances similar to 
humic acid .are formed along with the carbon. J. Gamier inferred from the 
luminosity of the ffame of furnaces in the manufacture of iron and steel, and from 
the nature of the flue-dust, that volatile compounds of iron and carbon monoxide 
are formed in the furnace; and H. Morton, in manufacturing gas. A. Villachon 
and 6. Chaudron considered that in molten iron, some carbon monoxide is 
dissolved as a carbonyl. 

V. Falcke, A. N. Guntz, H. Nippert, H. Nishimura, and H. J. van Royen 
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found that iron reacts with carbon monoxide at about 600°, forming ferrous oxide 
and carbon. The reactions were discussed in connection with the blast-furnace. 
R. Schenck found the eqiiili])rium conditions in the reaction : 200^0+00.^ : 


r.(» 

480' 


.f'.RO 

010“ 

7(MI 

800 

2-0 

3-5 

.5-0 

11-75 

35-5 

.59-0 

86-1 p(‘r coiH 

118-0 

9G-5 

95-0 

82-25 

(;4-r> 

41 0 

13-9 


and for the leaction : »>Fe [ 2CO^'‘Fe,j(^-| COo : 

180 ^ :.()() (uo <»H(r too 

(’() . . 12-12 ir> r»0 .‘12*36 47-80 58-86 64-00 per cent. 

('(), . 87-87 84-50 67-64 52-20 41-14 36-00 

Tlie results are plotted in Fig. 35!) along with an approximation for the reaction ; 
2CO'l Fej(^ Fojf^ I COo. There are also many other side-reactions, e.q. 

FeaC + ICbo^''3FeO-i-r)(T), discussed- 



L. Gruner, W. Leybold, II. i\ H. Car¬ 
penter and ('. Smith, V. Falcke, 
S. Tlilpert and T Dieckmann, A. Gautier 
and i^. Clausmann, etc.—in connection 
with the different iron oxides and 

with the reactions in the l)hist-furnace 
(q.v.). J. E. Stead discussed the action of 
l)hist-furnace gases on iron. W. ]\ Fishel 
and J. F. Wooddell observed more carbon 
dioxide is formed witli iron in carbon 
monoxide than corresponds witli the 
equilibrium value at 800° to 1100°. 
U. Hofmann discussed the form of the 
carbon or graphite deposited on iron at 
900°. According to A. Gautier and 
P. Clausmann, when a mixture of moist 


Fig. 359.--Equilihr.um Curves for the Carbon monoxide and hydrogen is passed 
System with Carbon Monoxide and Iron, over iron at 250° to 300°, formaldehyde, 

as well as a fatty substance of m.p. 
35°-36°, can be detected in the products of the reaction ; and Tj. Vignon observed 
that methane is formed between 500° and 10(X)°. H. Remy and H. Gonningen, 
H. Remv, J. V. Vaughen and W. A. Lazier, A. Bramley and H. 1). Lord, W. Gliiud 
and R. »Sch6nfelder, E. Audibert and A, Raineau, K. Fujiiiiura, T. Wbitanabe, 
and II. Tutiya studied the catalytic decomposition of carbon monoxide by iron. 

According to G. Tissandier, at 10(K)°, iron in an atm. of carbon monoxide forms 
ferrous oxide ; and in an atm. of carbon dioxide at 900°, ferrous oxide is formed, 


while at 1200'', ferro.sic oxide is produced. The reaction is discussed in connection 
with the respective iron oxides. B. Beer discussed the absorjition of carbon 
dioxide by iron, sec Tabic LI I. F, Diirau and 11. Teckentrup sliowcd that the 


Table Lll.- Action of Carbon Dioxide on Iron. 
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0-020 
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0-47 
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0-0059 

0-35 
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0U)(i3 

Crucible 

0-37 

0-035 

00637 

1 - 

0-27 

0-025 

0-1262 

Crucible steel 

0-72 

0-002 

0-0575 

i ^ 

0-49 

0-018 

0-1912 , 0-(H»39 

1 
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absorption process is purely one of adsorption. A. Magnus and 13. Klar, and 
N. 1. Nikitin found that carbon dioxide is strongly absorbed by pyrophoric iron 
even at ordinary temp.; and a chemical action occurs at 500"; and R. Ruer and 
J. Kuschmann, that 100 grms. of reduced iron powder absorbed 5 mgrms. of 
carbon dioxide. P. P. Fedoteeff and T. N. Petrenko observed that the a(*tion 
of carbon dioxide at 1000 " to 1100 " resembles the action of steam - vide siqna. 
H. S. Taylor and R. M. Burns found that a little carbon dioxide—less than 
0-05 vol. per vol. of metal -is absorbed at 25" and 110 °. F. G. Finzel observed 
that a sample of non-pyrophoric iron adsorbed more carbon dioxide than did 
a sample of pyrophoric iron. P. P. Fedoteeff and T. N. Petrenko studied the 
oxidation of iron by carbon dioxide at 1000 " to 1100 ", and found that the 
composition of the product varies continuously from ferrous to ferrosic oxide. 
Observations on the action of carbon dioxide at a high temp, were also made by 
F. von Bacho, G. Neumann, P. A. Klinger, W. H. Hatfield, and C. B. Marson and 
J. W. Cobb. H. Tutiya observed the formation of no new compound in the 
c'atalysis of the decomposition of carbon monoxide by iron, the reduction proceeds 

In 1774, T. Bergman observed that iron dissolves in water holding carbon 
dioxide in soln. J. Tillmans and B. Klarrnann found that oxygen-free water, 
containing carbon dioxide in soln., dissolves iron until its water has attained a 
H*-ion cone, of 10 7. The rate of dissolution depends on the velocity of flow, 
the time of contact with the pipes, the size and nature of the pipes, and the H*-ion 
cone, of the water. The presence of iron tends to form a supersaturated soln. of 
ferrous carbonate., the solubility product of FeC 03 being 2*7 X 10“"io. Water with 
less than 100 mgrms. of H 2 CO 3 does not attack iron pipes to any great extent ; 
but with more cone. soln. or carbonic acid, the attack is marked, (^irbonic acid, 
although a very weak acid, can act appreciably on iron ; with an excess of car])on 
dioxide in the^absence of air, the reaction is symbolized: 2 H 2 O +- 2 CO 2 Ho(II( ; 
and if an excess of iron be present, Fe-hHoCO^—Ho-f-FeCOjj. G. T. Moody 
observed that 250 c.c. of a sat. soln. of carbon dioxide in water at one atm. 
press, dissolved after : 

20 lirs aC) hr^' 20 s 

FoO per litio . . 0-254^ 0-3771 0 8172 2 130 grins. 

The soln. was colourless in the absence of air ; but when air was present, the 
mixture was coloured by the ferrous carbonate, and ferrous and ferric hydroxides 
in varying proportions. This reaction was also studied by G. Just, R. Girard, 
A. Bramley and H. 1). Ijord, and G. W. Whitman and co-workers —vide infra, 
Fig. 360. W. Leybold, and B. Klarrnann discussed the solubility of iron in carbonic 



Fjo. 360.~ “The Effect of Temperature on Fig. 361,- -The Effei t of Pressure on 
tlie Solubility of Iron in Carbonic Acid. the Solubility of Iron in Carbonic Acid. 


acid -vide infra. According to A. Schleicher and G. Schultz, the relative corrosion 
factors for wrought iron and cast iron in soln. of carbonic acid are, respectively, 
iOO and 273 in the absence of air, and 100 and 152 in the presence of air. 
•1 liciiccka, and K, Miillcr and 11. Henecka found that carlionic acid under a 
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high pres>*. dissolves iron to form easily-soluble ferrous hydrowrhonate; the 
equilibrium constant for the reaction Fe+ 2 H 2 C 03 =I'e(lltO 3 ) 2 - 1 ^ 2 Ba»> is 
ff=[Fe(HC 03 ) 2 ]/H 2 C 03 ] 2 , or A:==I-2 x 103. There is also the reaction FefHCOsla 
^FeCOa+COs+HgO. H. Henecka’s observations on the rate of soln. of iron 
in water saturated with carbon dioxide at 50 atm. press., and at temp, between 
O'’ and lOO'’, are summarized in Fig. 360, and the rate of soln. of iron in water 
saturated with carbon dioxide at SO'’and 20 to 50 atm. press., in Fig. 361 vide 
infra^ ferrous hydrocarbonate. W. Leybold observed that water sat. with carbon 
dioxide at atm. press, in 10 weeks dissolved 1*058 grras. of iron. According to 
A. Bruno, the vigorous shaking for thirty-six to forty hours of a steel bottle con¬ 
taining water and iron-filings in an atm. of carbon dioxide causes the whole of the 
carbon dioxide to be replaced by hydrogen according to the equation: 
COg+HgO+Fe—FeCOs+Hg. If a glass vessel is used, this reaction is accom¬ 
panied by the absorption of part of the carbon dioxide by the alkali of the glass. 
Further, a mixture of iron-filings, water, and nitrobenzene yields aniline just as 
if a strong acid were employed. P. Petit found that when water containing 638 
mgrms. of calcium carbonate per litre dissolved in carbon dioxide, but neutral 
to phenolphthalein, is brought in contact with finely-powdered iron, more than 
half the carbonate is precipitated, and iron is dissolved. Water sat. with carbon 
dioxide will dissolve as much as 500 mgrms. of iron per litre, with liberation of 
an eq. quantity of hydrogen. The iron is converted into ferrous carbonate, and 
if the soln. is exposed to air, ferric oxide is precipitated. The water of the Moselle 
was found to dissolve 3*15 mgrms. of iron per litre ; if previously treated with a 
c urrent of carbon dioxide for a few minutes, it dissolved 200*6 mgrms.; but if mixed 
with lime-water until slightly alkaline to phenolphthalein, it dissolved no iron at 
all. J, V. Emmons, and A. Johansson and R. von Seth studied the surface decar¬ 
burization of steel by heating it in carbon dioxide. P. A. von Bonsdorfi observed 
tliat rusting does not occur in an atmosphere containing traces of carbon dioxide 
provided the conditions are such that no water can deposit on the metal. 
L^. R. Evans found that iron and steel rusted a little particularly along the small 
grooves left by the emery treatment when exposed to water vapour alone ; and 
carbon dioxide did not produce any great acceleration in the corrosion of iron and 
steel, though it appeared to favour the rusting. 

A. Bolis observed that the loss suffered by cast iron in contact with boiling 
carbon tetrachloride for 10 hrs. is inappreciable ; the metal acquires a dark coating 
which preserves it from further attack. If the carbon tetrachloride is saturated 
with moisture, the metal is appreciably attacked by the boiling liquid. A mixture 
of carbon tetrachloride with one-third its vol. of water caused cast iron to lose 
about 5 per cent, of its weight in the course of 10 hrs.’boiling. The subject was 
investigated by A. E. Wood and co-workers, E. V. Zappi, 11. W. Doughty, 

A. W. Smith, A. Bolis, J. R. Crocker, H. E. Patten, S. G. Sastry, J. Milbauer, 

L. \'ernitz and A. Kudinova, and F. H. Rhodes and J. T. Carty. T. Midgley 
and A. L. Henne found steel resists the action of carbon diflnorodichloride at 
175'’. J. Formanek found that the action of carbon tetrachloride during 8 months 
is negligibly small; but with trichloroethylene and tetrachlorace^lene, the 
action is small but perceptible; J. Milbauer observed that the presence of ethyl 
alcohol increases the rate of attack by boiling carbon tetrachloride. II. E. Patten 
observed no action occurs with iron and chloroform, or ethyl chloride. F. Durau 
and C. H. Teckentrup observed that the absorption of chloroform by iron is 
purely an adsorption process. J. G. Tapley and co-workers, H. R. S. Clotworthy, 

B. R. Parkinson, and J. B. Peel and P. L. Robinson found that when iron is heated 
in the vapour oi carbon disulphide, at 1000^, impure ferrous sulphide is formed. 

M. Delepine and L. Ville investigated the action of carbonyl chloride on iron. 
J. Tapley and co-workers, J. F. G. Hicks, and B. R. Parkinson discussed the 
corrosive action of hydrocyanic acid in town gas on the conveying pipes {vide 
infra) ; and G. P. Gray and Pb R. Hulbeid. the action of hydrocyanic acid on 
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various metals, most of which promote the decomposition of liquid hydrogen 
cyanide. The action of cyanosen^ and of cyanides on iron has been discussed in 
connection with the cementation process. F. Durau and C. H. Teckentrup found 
that the absorption of cyanogen by electrolytic iron is a chemical process. 
V. E. Hillman and E. D. Clark, H. Braune, H. Fay, W. Giesen, J. E. Johnson, 
and J. K. Smith studied the nitrogenization of iron by means of cyanides. M. Ber- 
thelot observed no reaction between iron and cyanogen in a sealed tube at 100“ ; 
at 300“ some iron cyanide is formed without the evolution of nitrogen, and at 
500°, free nitrogen and some polymerization products are forrued. H. Braune 
noted that the reaction with cyanogen is very slow at 600“ to 700°, but rapid at 
1000°. L. Hackspill and R. Grandadam found that iron reacts with the alkali 
cyanides in vacuo at 600° in accord with the equation: 2NaCN+Fe 
~2Na4-N2+Iron carbide; L Hackspill did not get the corresponding result 
with lithium cyanide. W. Heike, and A. Vournasos did not observe any reaction 
between iron and fused potassium cyanide. L. Eisner observed that at ordinary 
temp, iron dissolves in a soln. of potassium cyanide, and hydrogen is evolved ; 
and C. Reichard said that cyanogen is given off. M. Centnerszwer and J. Szper, 
and E. F. Kern observed that iron is dissolved in the electrolysis of soln. of 
potassium cyanide— vide supra, the passivation of iron. A. Brochet and .T. Petit 
studied the action of soln. of potassium cyanide on metals under the influence of 
an alternating current. F. W. Bergstrom observed that a soln. of ammonium 
cyanide in liquid ammonia, with iron, forms a complex (NH 4 ) 4 [Fe(\ye^]??NH 3 ; with 
mercuric cyanide, and with ammonium thiocyanate, under similar conditions, 
there is a very slow reaction ; and with mercuric thiocyanate, the complex 
Hg(by8)o.4NH3 is formed. When iron is heated with potassium thiocyanate it 
forms potassium ferrocyanide. N. Tananajeff and G. Tkatschenko found that an 
aq. soln. of the salt dissolves iron, forming ferrous thiocyanate. A. Brochet and 
J. Petit found that iron dissolves in a soln. of potassium cyanate, hydrogen is 
evolved, and potassium ferrocyanide is formed. 

11. Adkins and W, R. Peterson found that methyl alcohol is oxidized to form 
aldehyde, using iron or iron-molybdenum as catalyst. W. Ledbury and 

E. W. Blair, and E. W. Blair and co-workers observed that a 10 per cent. soln. 
of formaldehyde readily reaets 'VNith iron in a sealed tube at 155“. Hence the 
danger of iron api)aratu.s in the distillation of formalin. H. Will and 

F. 0. Landtbloin found iron and steel are not attacked by a dil. soln. of formalin, 
but a cone., 40 per cent. soln. readily attacks iron—possibly owing to the presence 
of some formic acid ; W. Lob noted that a 20 per cent. soln. of formaldehyde 
slowly attacks iron. G, Batta found that the presence of a little formaldehyde 
in acids facilitates the dissolution of iron. H. Tropsch and 0. Roehlen studied 
the catalytic decomposition of formaldehyde by iron, and A. Schellenberg, and 
II. Tropsch and A. Schellenberg, by methanol. J. Malmejac studied the action 
of 95 per cent, alcohol on iron ; and the action of absolute alcohol on the metal 
was studied by L. Lindet, E. Boulanger, E. Heinzelmann, K. R. Dittrich, and 
M. Wawrzinioic. S. P. Uspensky and N. I. Laduizhnikova found that with com¬ 
mercial ethyl alcohol, iron lost 29-9 n^grms. per sq. cm. in 9 months, and with 
commercial methyl alcohol, 43*6 mgrms. per sq. cm. in the same time ; whilst with 
the vapour of commercial methyl alcohol, 7 mgrms. per sq. cm. were lost in 9 
months’ and with refined methyl alcohol, 6*7 mgrms. per sq. cm. in the same time. 
With acetone, iron lost 9*8 mgrms. per sq. cm. in 8 months. C. Dufraisse and 
R. Horclois studied the catalytic effect of iron on various organic compounds, 
sodium sulphate, etc.; and S. Swann, the electro-reduction of ketones at iron 
cathodes. 

A. Hubert studied the action of organic acids on iron. A. Scheurer-Kestner, 
and K. A. Hofmann and G. Bugge found iron dissolves in formic acid, producing 
ferrous formate. H. J. Prins found that the attack is hastened if nitrobenzene 
be present. J. H. G. Monypenny found that mild steel lost 0*33 mgrm. per sq. 
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cm. per hr. in 10 per cent, formic acid. J. C. G. de Mariguac ob.served that when 
iron is allowed to stand in contact with &C6tic ACid for a few weeks, crystals of 
ferrous acetate are formed. The dissolution of iron by vinegars, and the corrosion 
of iron in the acetic acid industry, was observed b> B. hranz, C. Luckow, A. Stein- 
metz, and W. Hoffmann ; and H. Wieland and W. Franke studied the speed of 
rusting in dil. acetic acid. P. A. von Bonsdorff, and N. A. Boiidikoff noted the 
rapid corrosion of iron in the vapour of acetic aci(l and aii. S. Beet noted the 
graphititis of cast-iron retoits in the distillation of vinegar vide vijiit. According 
to W. Bohn, cold, 10 per cent, acetic acid dissolves in 24 lirs. 0*J4 grin. j)er sq. dm. 
from the unannealed metal, and 0*21 grin, from the annealed metal at ordinary 
temp. ; and with the hot acid, in 1 Iir., 0*71) grin, was dissolved from tlie annealed, 
and 0*76 grm. from the una mica led metal. F. Schmitz observed that with steels 
containing 0-06, 0*42, and 0*92 per cent, of carlion, 20x20x10 mm. witli a 1 mm. 
hole, the losses with 80 per cent, acetic acid were, res])ectively, 0*7(K), 0-584, and 
0-886 grm. in 180 hrs. The action of acetic acid on iron was also studied by 
M. Ballay, W. Guertler and T. Liepus, A. Jouve, G. W. Whitman and K. V. Bussell, 
P. Bardenheuer and K. L. Zeyen, P. Kdtzschke and E. Piwowarskv, 0. Krohnke, 
and M. L. Plamlin and F. M. Turner. According to W. H. Hatfield : 


Klrrtroljtio Arinco 
iron iron 

Wine vinegar . . 0 0001 0 0053 

Acetic acid, 3.3 per cent.. 0-0128 0-0133 
Citric acid, 5 per cent. . O-OIOG 0-0103 


steel 


Wnmfrlit 

iron 

0 .‘10 p( r 
((‘lit (' 

0 Ol’ per 
(cnt (' 

SIrol 

I 1 7.) ]«‘r 
(eiit Mil 

iron 
a 3 ]M'r 
cent, C 

0-0139 

0-0044 

0-0042 

0-0397 

0-2040 

0*2810 

0-2072 

0-1097 

0-0999 

O-<)093 

01943 

0-2025 

0-1843 

0-0905 

0-1950 


J. H, G. Monypenny found that the losses of mild steel in mgrms. ]>er stp cm. per 
liour with 5, 15, and 33 per cent, acetic acid were, respectively, 0*067, 0-105, and 
0-115 ; and with glacial acetic acid, 0*124. H. J. Prins found tliat tlie dissolution 
of iron in acetic acid is accelerated by the presence of nitrobenzene. The effects 
with various alloy steels (q.r.) were .studied liy J. 11. G. Monvjtonny, W. II. Hatfield, 
0. K. Parmiter, H. 8. Bawdon and A. I. Krynitsky, A. Kiirtli, and M. L. Hamlin 
and F. M. Turner. G. Arth observed that in dil. acidic soln. of alkali acetate, 
and a low current density, iron goes into soln., but at liigher current densities the 
metal becomes pa.ssive. F. Wiist and N. Kirpach found the average losses per 
6q. cm. per hour with iron in an agitated 40 per cent. soln. of monochloroacetic 
acid were 0*10 mgrm. in the first 24 hrs., 0*16 mgrm. in tlie second 24 lirs., 0*14 
mgrm. in the third 21 hrs. A. Kenard ob.served tliat propionic acid dissolves iron, 
forming pale green crystals of the ferrous salt. 

According to A. Hebert, stearic acid, and other fatty acids, when heated with 
iron to 350^ form ketones whicli decompose at that temp. The reaction was 
studied by A. Mailhe, T. H. Easterlield and C. M. Taylor, and G. Schicht and 
A. Griin, who assumed that the formation of a ferrous salt precedes the formation 
of the ketone. W. Singleton found that steel is corroded after standing 1 ()()() hrs. 
at 80'’ in contact with stearic acid, wliilst oleic acid at 60"’ and 80"’ did not corrode 
the metal. 0. B. Gates obtained a similar result with oleic acid, but A. Gunn and 
E. F. Harrison found that at ordinary temp, iron is jiercejitibly attacked during 
a j^rolonged contact with oleic acid, and tlie acid is coloured dark red or brown. 
M. Wolwart made analogous observations. E. Marazza said that wrought iron 
resists attack by the fatty acids better tlian steel or cast iron vide li>Jva^ greases, 
and oils. Staiidess steel was found by J. H. G. Monypenny to resist attack by 
oleic acid at ordinary teinji. and at 60'' for prolonged periods of time. B. Gates 
fnnnd that eopjier is pn'cipitated by iron from a soln. of cojiper oleati', or from 
fused copper palmitate, stearate, or margarate. d. V. Ilunziker and co-workers 
studiecl tlie .'letioji of lacUc ACld and milk on iron. h. Sebmilz found thal witli 
citric acid (I : 2) and samples of iron, 20> 20 Id mm., containing 0-06, 0-12, 
and 0*92 per cent, of enrlmn, wIkmi the test-[)ieees liud a t inni. hole, the lossi's 
^\ere respectively 0-195, 0-370, ;ind 1*812 |)er cent, in ISO hrs. ; 'W. II. IJatiiehrs 
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obbcrvations witli 5 per cent, citric acid are indicated above. ^K. K. Jarvinen also 
studied this subject. J. H. (». Monypenny found mild steel lost 0-260 mgrm. 
per sq. cm. per hour in 6 per cent, citric acid. T. N. Morris and J. M. Bryan 
noted that traces of a salt of tin inhibit the corrosive action of citric acid. 
V Diiffek, and A. Jouve studied the corrosive action of tartaric acid -vide infra, 

J. H. CJ. Monypenny found that mild steel lost, respectively, 0-062 and 0-H mgrm. 

per sq. cm. ])er hour in normal and in 25 per cent, tartaric acid. A. Jouve 
studied the corrosive action of oxalic acid. 0. Bauer and W. Mecklenberg 
observed that dil. oxalic acid has a mild action on iron and it forms a pro¬ 
tective him of bu’tous oxalate on the metal. J. H. G. Monyj^enny found that 
mild steel in a normal soln. of oxalic a(*id lo.st 0-t)36 mgrm. ])er sq. cm. per hour, 
and F. Wiist and N. Kirpach observed that the- losses in mgrm. per sq. cm. 
per hour in cold sat. soln. of oxalic acid were 0-052 during the 6rst 24 hrs., 
0-070 during the second 2t lirs., and 0-060 during the third 24 hrs. V. Duffek 
studied the action of oxalic acid. F. W. Bergstrom observed that a soln. 
of ammonium oxalate in licpiid ammonia acts v(‘ry slowly on iron. R. Girard 
studied the attack by carbolic acid or phenol vide supra^ hydrochloric acid, 
d. Ji. G. Mony])ennv found that mild steel loses 0-005 mgrm. per sq. cm. per hour 
w hen in contact with 5 ])er cent, carliolic acid. F. Zetzsche and co-workers observed 
that the hydrogen of the 01 [-groups of some phenols can be replaced directly by 
iron ^^]len the soln. also (-ontains some water. J). Midler, K. E. Lyons and 
b. T. Smith, G. Bunge, Id. Kast, L. Loskiewicz, J. Saposehnikoff, and F. W. Richard¬ 
son examiiK'd the action of picric acid on iron. According to H. Pomeranz, the 
nitTo-grou})s of picric acid, in hydrochloric acid soln. in contact with iron, are 
reduced to amino-groujis ; tlie ferrous jiicrate first formed is rapidly oxidized to 
ferric picrate. F. Wust and N. Kirpach found that the losses in mgrm. per sq. 
cm. ])er hour in a cold, sat. soln. of picric acid were 1-20 in the first 24 hrs., and 
0-7b in the second 21 hrs, ; after that, a ])rotective film appeared on the metal. 
Vide th(‘ etching of iron by picric acid and ])icrates, discussed by H. H. Shep¬ 

herd, J. H. G. Monyj)enny, and Societe Grauer et Weil. J. B. Trommsdorff 
olisiTved that iron is \cry slightly solulile in an aq. soln. of bcnzoiC acid ; and 
S. Ibirilari, that salicylic acid, with iron filings, develo])s a little hydrogen, very 
slowly at ordinary tenif). and more rapidly when warmed. F. Zetzsche and co¬ 
workers added tiiat tin- evaporation of the soln. furnishes ferrous salicylate. 
W. J. ('lark found tliat gallic acid forms ferrous gallate in contact with iron— 
vide infra, inks. M. Schirmonsky, and 8t. Heiner studied the action of naphthenic 
acid on iron. 

According to S. Micewicz, nitrobenzene is readily reduced to aniline by 
[)owdered iron, and in an aq. soln. of magnesium chloride—the compound 
2('(;If r,N}[.>.Mg( 'lo.fiHoO is said to be formed at an intermediate stage of the reaction. 

S. G. Sastry, and H. W. J3ouglity e.xammed the corrosion of metals by organic 
halides. L. Luuyt noted that soln. of sugar attack iron. According to 1). Klein 
and (-o-workers, if iron is heated witli a soln. of cane-sugar in a sealed tube at 115° 
to 125 \ it is .strongly attacked, and hydrogen is evolved. 8onie ferrous acetate 
is formed. Similar results were obtained with invert-SUgar and maltose, but 
glycerol and mannite acted more .slowly. J. K. Gladstone, G. Kosmann, A. Lodin, 
b. Kayser. J. 11. G. Monypenny, 1). Khdii and A. Berg, 1. McNiece, and 

K. K. Jiirvinen .studied the corrosive action of soln. of .sugar on iron at ordinary 
temp. ]f air is excluded, no action occurs. M. L. Hamlin and F. M. Turner 
found that molasses slowly attacks iron. J. A. N. Friend and co-workers, 
W. If. Hatfield, and J. H. G. Monyjiemiy (li.H'u.^.sed the action on iron of organic 
colloids and foodstuffs. 

W 11. E lumelt iuid J\. W. JfHrkiip.'.s studied the Ciitulytie deeoniposition of 
azomethane,dimethylhydrazine, and ethylamine hy iron. i.. Vi,i;uoii, J. T. Wood, 

T. L. l’lii|ison, a7id L. Manstetteii examined the corrosive action of tannin on iron 
I'lates, J. 1. Crahlree and (!. K. Matthews ohsiTved tli.it hydroquinone, and 
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pyrogallol developing baths are discoloured by iron ; and they, and also E. Eule, 
examined the action of other photographic soln. on the metals. A. Benedicenti 
and S. Rebello-Alves found that powdered iron unites with the protein when 
shaken with a soln. of egg-albumin or blood serums. According to H. Handowsky, 
the oxidation of leucine is not affected when a 0*5 to 1*0 per cent. soln. is shaken 
in air or oxygen with ferrous sulphate, ferrosic oxide, ferric oxide hydrosols, and a 
mixture of iron and iron oxide obtained by heating the oxalate. Iron obtained 
by the hydrogen reduction of the oxide effects the oxidation of leucine with the 
production of carbon dioxide, ammonia, and isovaleraldehyde (isolated as the 
nitropheiiylhydrazone). Glycine, alanine, valine, tyrosine, histidine, formyl- 
leucine, glycyl-leucine are similarly oxidized by the reduced iron, yielding 
substances which give a positive fuchsine-sulphurous acid reaction. The oxygen 
uptake with leucine is never more than 19 per cent, of that required for complete 
combustion ; and the oxidation is inhibited by hydrocyanic acid. When the heated 
reduced iron is cooled in nitrogen a black iron powder is obtained which has no 
oxidizing action on leucine» but if the inactive iron is reheated for some time and 
subsequently cooled in hydrogen, the oxidizing power is regenerated. Consequently, 
it is not the iron but the hydrogen dissolved in it which effects the oxidation of 
amino-acids, and the activehydrogen reacts with oxygen to give hydrogen 
peroxide which is catalytically decomposed on the surface of the iron. Similarly, 
animal charcoal loses its power to catalyze the oxidation of leucine when heated and 
cooled in nitrogen, but regains this power when reheated and cooled in hydrogen. 
The active iron was studi^ by 0. Baudisch and L. A. Welo, and by A. Simon and 
K. Kotschau. It gives a blue colour in contact with an alcoholic soln. of guaiacum 
resin and hydrogen dioxide ; and it also gives a blue colour with a soln. of 
benzidine —mde ferrous salts. J. 0. Elgin and co-workers studied the effect 
of iron and nickel catalysts on the sulphur naphthas and petroleums ; and 
K. A. C. Elliott, and N. W. Pirie, the catalytic action of iron in the oxidation of 
cysteine, and thioglycolic acid. 

The corrosion of iron by the by-products in the manufacture of coal-gas was 
discussed by E. Donath,^^ p Parish, W. E. Dennison, and A. R. Warnes and 
W. S. Davey ; coal-tar, by F. J. R. Carulla ; coal-tar fractions, by A. R. Warnes 
and W. S. Davey, U. Ehrhardt and G. Pileiderer, W. A. Damon, W. E. Dennison, 
and F. Fischer; liquid fuels— gasoline, etc.— by E. K. 0. Schmidt, S. H. Diggs, 
and K. R. Dietrich. According to A. R. Warnes and W. S. Davey, the dissociation 
of ammonium chloride, ammonium sulphide, ammonium hydrosulphide, ammonium 
cyanide, and the subsequent action of the dissociation products upon the iron are 
the chief causes of the corrosion, the rate of the action being probably increased 
by electrochemical conditions. Strain may have contributed towards corrosion 
by producing a certain amount of molecular instability in portions of the iron 
plates, thus rendering those parts more easy of attack. The final products into 
which the corroded iron is converted are chiefly ferrous sulphide and ammonium 
ferrocyanide. Ammonium chloride exerts a more corrosive action upon the iron 
than ammonium sulphide. The corrosive effects of oil refining products were 
studied by 0. N. Edgar, G. Egloff, G. Egloff and J. C. Morrell, R. Lind, W. R. Finney 
and H. W. Young, R. R. Matthews and P. A. Crosby, R. V. A. Mills, H. F. Perkins, 
D. E. Pierce, H. Schmidt, F. W. L. Tydemann, and R. E. Wilson and W. H. Balke. 
B. Bleyer and J. Schwaibold determined the corrosion of iron by tea and coffee 
at 75° in grams of metal per sq. m. in 24 hrs., and found the losses to be : 


Time . 

. 10" 

r 10" 

6 ' 10" 

42' 30" 

2*5 hrs. 

5 hrs. 40' 

22 hrs. 40' 

Tea 

. 42-5 

42-5 

350 

18-0 

150 

6-3 

60 

Coffee . 

. 16-3 

17-5 

150 

11-3 

5-6 

4-6 

6-0 


The corrosion of iron by coffee vapours was studied by R. Evans. G. N. Quam^^ 
found chrome-steel suffered no perceptible loss after 30 mins’, contact with milk. 
The corrosion of iron by beer was studied by J. Brand, L. Nathail, and H. Seyffert; 
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woody by F. C. Calvert, and P. Rohland; flour paste, by T. Thomson ; by inks, 
by 0. Bauer and W. Mecklenberg; by gwipowder, by E. H. Schulz, and A. Wright; 
by tanning liquors, by A. Gansser, and M. P. Balfe and H. Phillips; by india- 
rubber, by C. 0. We])er, and W. Thomson and F. Lewis ; by paper, by P. Klemm ; 
and by pi^piration, by W. J. Huff, and H. E. Yerbury. 

Corrosion may be hindered or inhibited by grease which acts by preventing 
water from coming in contact with the metal and thus suppressing one of the con¬ 
ditions necessary for corrosion. Thus grease may be associated with water in 
the form of an emulsion. Many forms of grease and oil are really salts of organic 
acids. Thus, olive oil is a glyceryl oleate which forms glycerol and oleic acid when 
hydrolyzed by water. The glycerol was found by D. Klein and A. Berg to have 
no action on iron, but the organic acids slowly attack the iron, forming, say, ferrous 
oleate, which is decomposed by the oxygen of the air to form hydrated ferric oxide 
and oleic acid. E. A. Cowper emphasized the deleterious effects of the conversion 
of common grease into acid grease in boilers; and J. Stingl, and F. J. Rowan, 
the corrosive effects produced by the introduction of greasy water into boilers. 
The action of lubricating oils on metal was discussed by S. Aisinmann, A. H. Allen, 
P. T. Bruhl, P. Cuypers, J. Dewrance, S. Reiner, E. Donath, W. R. Finney 
and H. W. Young, M. Cook and U. R. Evans, C. Fichandler, J. A. N. Friend, 

J. E. Hackford, H. von der Heyden and K. Typke, W. J. Huff, A. F. Meston, 
W. Singleton, H. Schmidt, H. G. Smith, H. Spurrier, C. W. Volney, and 
H. J. Young; and of liquid fuels, by K. R. Dietrich. H. von der Heyden and 

K. Typke discussed the action of transformer oils in iron ; R. E. Wilson and 
W. H. Balke, and H. F, Perkins, the corrosion of iron in oil refineries; 
E. K. 0. Schmidt, M, Wawrziniock, and H. J. Young, the corrosive effect of 
motor oils; F. G. Hoffmann, the corrosive action of tar and benzene vapours; 
Wov Ostwald, benzene; and F. Schuster, naphthalene and the protective action 
of tetralene. 

The drsring oils employed in the manufacture of paint exert very little solvent 
action on iron. W. H. Watson’s observations on the marked effect of linseed 
oil in 24 hrs. are so different from those of W. Marcey, and J. A. N. Friend, that it 
is probable that the oils he employed were very impure. W. Marcey observed 
no action during 3 days' exposure of iron to linseed oil, and J. A. N. Friend observed 
no action with raw linseed oil, poppy oil, and tung (or Chinese wood) oil when 
alternately heated to 100° and cooled for 12 days ; also when the iron was exposed 
to tlie action of the oil for 5 months. The metal always remained bright. With 
boiled linsee<l oil, the metal was dulled in every case, and the slight loss through 
the solution of the iron was more or less counterbalanced by the gain due to oxida¬ 
tion. L. L. Steele studied the effect of iron soaps on the drying of linseed oil. 
W. Marcey found that with 10 days’ exposure to the action of non-drying fatty oils, 
there was a loss of 0-0025 grm. with 2-1830 grms. of iron with olive oil ; and with 
this as an arbitrary standard of 100, the solvent action with sperm oil was 48 : 
with neatsfoot oil, 44 ; with cotton-seed oil, 36 ; with castor oil, 28 ; with lard 
oil, 20 ; with almond oil, 16 ; and with rape oil, none. R. M. Corelli studied 
the action of castor oil on several metals. A. E. Tucker found that with 500 c.c. 
of oil acting on iron for 26 hrs., the following amounts of metal dissolved : sperm 
oil, 0-0370 grm. ; lard oil, 0-0120 grm.; olive oil, 0-0314 grm. ; castor oil, 0-0034 
grm.; valvoline, nil; cylinder oil of sp. gr. 0-921, trace ; and lubricating oil of 
sp. gr. 0-915, a trace. I. J. Redwood found the following percentage losses of metal 
during 12 months’ action at atm. temp, with mineral lubricating oil, 0-02693; 
olive oil, 0*17187 ; rape oil, 0*04418; tallow oil, 0*20603; lard oil, 0*11111; cotton¬ 
seed oil, nil; sperm oil, 0-09210 ; whale oil, 0-12279 ; seal oil, 0-01539. Signs of 
rusting occurred with the tallowy lard, cotton-seed, and seal oils. D. Holde also 
examined the action of some lubricating oils on plates of iron 30 mm. x4 mm. in 
an autoclave at 10 atm. press, for 2, 4, and 6 hrs., with light mineral oil the losses 
were respectively, 3, 3, and 4 mgrms.; with heavy mineral oil, 4, 4, and 4; with 
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raw rape-seed oil, 0, 5, and 41 ; with refined rape-seed oil, 1 to 15, 12-5 to 66 , and 
118 to 205 ; and with tallow, 0 , 21, and 168. R. M. Corelli examined the action 
of castor oil on metals ; S. Macadam, and C. Engler, the action of petroleum, and 
paraffin oils; G. Egloff, oil-refining products ; and Wo. Ostwald, the action of 
benzol. A. Boutaric and R. Amiot measured the adhesion of lu])ricating oils to 
iron. 

For the action of silicon, vide the silicides—6. 40, 13 ; and vide infra, Fe-Si 
alloys. F. Osmond observed that as the proj)ortion of silicon increases, the 
conversion of a- to ^-iron is retarded, and with 2 per cent, of silicon, the conver¬ 
sion is practically zero ; the arrest in the cooling curve Ao at 730"^—72(F takes 
place at 710°-^7()0° ; and the arrest Aj at 660°-650° is “raised to 710°-700° 
- vide infra, the silicon steels. H. Hanemann found carburized iron reduced silica 
from fireclay crucibles to silicon. L. Troost and P. Hautefeuille observed a siliceous 
rock rapidly attacked cast iron at an elevated temp. A. Becker and H. Salmang 
did not observe any reaction with glass and iron of a high degree of })urity at 1450 \ 
although with ordinary iron containing carbides and silicides tJiere is a reaction. 
U. R. Evans found that a soln. of sodium silicate, like other alkaline soln., retards 
the corrosion of iron. E. Vigouroux represented the reaction with silicon tetra¬ 
chloride at a high temp. : SiC^-j-lFe- Fe 28 i-f 2 FeCl 2 . The reaction was studied 
by G. Ranter, and II. E. Patten. H. zur Strassen aj>plied the mass law to the action 
of iron on nickel silicate : Fe-f NiSiOjj^^Ni f FeSiO^-f 7-6 to 9*5 (\ds., and found that 
for the equilibrium constant in [FellNiSiOjj]—A'|NiJ[Fe 8 i 02 |, A -6*53x10“’^ at 
750^ K., and 7-25x10^^ to 7*44x10-3 for T^lHlO'K. W. lleike represented 
the reaction with ferrous silicate : 3Fe j FeSi 03 .. ^3Fe() f FeSi. G. Tammanri and 
H. Bohner observed that iron precipitates 58 per cent, of the nickel from the slag, 
Ca 0 .Ni 0 . 28 i 03 . 0. Ruff and R. Ipsen observed that at a rod-heat, titanium 

tetrafluoride is reduced by iron; and L. Levy, that titanium tetrachloride is 
not decomposed by iron at a red-hear. H. R. Patten oi)serve<l that iron is not 
corroded by stannic chloride. For the action of boron, vide the borides 5. 
32, 4. Iron containing boron was found by F. Osmond to behave like iron with 
carbon in that the arrest A 3 is lowered from 855 ’ fo 805'\ and ])artly at 735' 
to 725°, or becomes coincident with A^'Vide infra, the aOion of coj)per. 
H. Moissan found that boron trichloride acts on iron at a red-heat, forming 
ferrous chloride and ferroboron. 

The action of iron on the metals is discussed in connection witli the alloys 
and intermetallic compounds. K. A. Hofmann and H. Iliendlinaier found that 
iron is readily attacked by burning potassium. W. G. Imhoff, E. J. Daniels, and 
C. Diegel found that molten zinc at galvanizing temp, readily attacks cast and 
malleable iron, and that the presence of chromium and nickel does not make the 
metal more resistant; R. Perrin said that interpenetration occurs when steel is 
heated in contact with bronze ; R. Genders, with brass ; and (\ R. Schwartz, 
with lead. L. Hackspill observed that at 14(X)°, under a press, of 0*1 mm., Uthium 
oxide is reduced by iron to form lithium. G. Tammann and E. Konh's found that 
copper oxide can react with iron in the solid state, at 61(T', and B. Garre observed 
that when a mixture of powdered iron and copper oxide is compressed and heated 
to 700°, the tensile strength rises from 7*0 to 46*8 kgrms. per sq. cm., and it is 
supposed there is a diffusion from iron to copper oxide and conversely. J. E. Stead 
also found that cupric oxide is reduced by iron at 780° to form copper. H. Moissan 
found that molten calcium oxide rapidly attacks iron. According to G. Tammann, 
G. Tammann and E. Kordes, and I). Balareff, iron reacts with lead oxide in the 
solid state at 460°. G. Tammann and E. Kordes observed that tungstic oxide 
reacts with iron at 300° to 340°. L. A. Hallopeau found that molten lithium 
tungstate dissolves iron. M. Billy found that ferric OXide is reduced to a lower 
oxide when heated with iron ; ferrosic oxide under similar conditions reacts at 
570°, and the reaction w’as studied by L. B. PfeiJ. B. Garre found that nickel 
oxide reacts with iron at (UO ’, and the reaction was stiulied bv . 1 . kh Stead. II. zur 
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Strassen represented the action of nickel oxide on iron by the equation: 
Fe4-NiO-=Ni+FeO+6*4 to 14*2 Cals. 

The early workers, J. \j. G{)y Lussac and ].. J. Tiienard, H. Hi. (^ Deville, 
and H. Debray observed that ar an elevated teni])., iron reduces tlie alkali hydroxides 
to the corresponding inelal. L. Hackspill and co-workers observed tliat iron dis- 
])laces t])e alkali metals, exce])1ing lithium, from sulphates and arsenates at their 
m.]). ; from thiocyanates at 650"^; from borates and phosphates at about 1400''; 
and from the alumiiiates at the m.p. of iron. Lithium is formed from the oxide 
or silicate at 1300''. Votassium sodium and lithium hydroxides arc reduced: 
2Fe b3KOH,'-:^Fe2()3 1 ini 24 3K, the reaction with potassium hydroxide begins 
at 500°, and at OfX)' to (>50°, 70 to 80 per cent, of the h 3 "droxide is reduced to metal, 
they also obtained ])olassium and sodium by heating the alkali hydroxide with iron 
and coke. 

A. Sclieurer-Kestner found that fused alkali hydroxide rapidly attiicks iron, 
])articularly under the influence ot ))ressure wrought iron is more i‘a]>idly attacked 
thaT) cast iron, (k K. droves found that solid ]K>tassium livdroxide, with 5 per cent, 
of water, and fust-d at a g(‘ntl(‘ heat, attacks steel n^adilv under conditions where th(‘ 
action ot sodium hvdroxi(l(‘ is mueh l<‘s^. W. Venator oliserved that dilferent kinds 
of iron cast iron, wrought iron, st(H4, and forged iron -were strongly attacked by 
boiling soda-lve, and hydrog(*n was given off. Commercial sodium hydroxide was 
employ(‘(1, and pieces of metal of 32 sq. (un. surface area and weighing nearly 
50 grins., were submerg(*d in the alkali. The alkali was contained in a silver vessel 
wliieh exerted no electrolytic action on the iron. The following losses were observed, 
under similar conditions : 


Cast iron 
\^'rougllt iron 
8tocd . 


JuM'd N.iOH 
-KKr a:)0“ 

0HH)9 0-1 r>(>H 

OUHJO 00:UH 

0-2072 00193 


HO por cftd 
he 
200 " 
0-3<)8() 

01422 


•40 jx-r ct-nt - 
he 
150" 
0-034r> 
0-192S 
01322 


20 por (-(‘ut.- 
lye 
150° 
0-0000 
0-0723 
0-0133 


The results show that the action of the fused tilkali is intensified by a rise of temp. ; 
the effect of dilution is to reduce the action on cast iron so that with a 20 per cent, 
soln. at 150'' no peiceptilile action was observed. According to M. le Blanc and 
0. Weyl, fused potassium hydroxide attacks iron appreciably between 550° and 
660°, but evidence that potassium or hydrogen are formed is lacking ; in the case 
of fused sodium hydroxide between 400° and 720°, the evolution of livdrogen and 
the formation of water were taken by M. le Blanc and L. Berginaim to prove that a 
compound Fe(ONa)„ is formed. The dehydration of sodium liydroxide wliich 
occurs at 4CK)°, and the stability of the products at temp, up to 720 , show that the 
formation of water cannot be due to the simple reaction : 2XaOH NaoO+HoO. 
The action of fused alkali hydroxides on different forms of commercial iron was 
studied by R. Kossberg, C\ Fdhr, and A. Scheurer-Kestiier. W. Hentschel observed 
that at a red-lieat iron does not act on sodium hydroxide with up to 1 ])er cent, of 
water, but if 1 to 4 per cent, of water is present, the action is turbulent, but the 
action is mild at temp, below a red-heat. A. Thiel and H. Luckmann noted that 
with 25 grms. of iron powder and O-OLY-NaOH, at ordinary temp., 0*01 c.c. of hydro¬ 
gen is evolved per liour. The subject was studied by J. Woost, and F. Huber and 
L. Bruner. J. M. van Beinrnelcn and F. A. Klobbie said that the primary reaction 
is the formation of sodium f(‘rrite, NuoO.FooOa. St. Meunier noted the formation 
of a ferrate when the fused alkali hydroxide attacks the metal in air. Tlie action of 
iiised sodium liydroxide on iron and steel was also discussed by AV. Dittmar, 
T. Wallace and A. Flei'k, H. Ostermann, H. Brunck and V. Graebc, A. Fry, 
d. A. Jones, J. 11. Andrew, 11. E. Balsford, M. L. Hamlin and F. AF. Turner, 
J. L. Everhart, and H. F. Whittaker. 

A. Payen, and A. Wagner found that dil. alkali-lye retarded the rusting of iron 
at ordinary temp., and G. Lunge found that while a 10 to 20 per cent. soln. of soda- 
lye has a slight action, a 50 per cent. soln. attacks the metal strongly. E. Heyn 
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and 0. Bauer found a maximum attack occurs with a couc. of 0-0025 mols. per litre, 
or O'l grm. per litre j as the coiic. of the soln. increases, the action is lessened, so that 
with 1 grm. per litre there is scarcely any action at all. F. N. Speller and C. R. Texter 
did not get a maximum in the curve ; within the limits 0*005 to 1*05 grto- per litre, 
i.e, in the interval 8*4 to 12*8, the corrosion decreases with the alkalinity of the 
soln. G. W. Whitman and co-workers suggest that the maximum with experiments 
in open vessels is due to the action of atmospheric carbon dioxide. The formation 
of a protective skin on the metal was discussed by F. Haber and F. Goldschmidt, 
and W. R. Dunstan and J. R. Hill vide supra, passivity. 

The action of soln. of alkali hydroxides is discussed in connection with the 
corrosion of iron and steel. J. A. N. Friend observed that the corrosion of wrought 
iron or steel in dil. soln. of the alkali hydroxides, like 0*02iV-NaOH or 0 02 iV-NH 40 H 
is prevented, and cast iron acquires a thin film of a bronze-coloured oxide. 
T. Turner found that whilst acids attack the ferrite and leave the graphite, cementite, 
and phosphide of cast iron, cone, alkali-lye leaves the ferrite and attacks the carbide 
of a pearlite. J. C. Poggendorf, F. Haber, and W. Pick showed that when iron is 
made the anode in alkali*lye, cast iron is more readily attacked than otlier forms 
of iron, and that when iron is boiled gently in cone, soda-lye, ferrous oxide passes 
into soln., and on exposure to air, ferric oxide is precipitated - r/de infra, the 
ferrites. If iron is made the anode in a cone. soln. of soda-lye or potasli-lye, using 
a low current density—say, 0*001 amp. per sq. cm.~ alkali ferrate is formed. Soda- 
lye acts more rapidly than potash-lye because of the greater solubility of sodium 
ferrate. At 100^, A. Thiel and H. Luckrnann found that 0*01 to 0*lA^-NaOH 
attacks iron less than does distilled water, and the reaction rapidly slackens as a 
protection skin is formed on the metal. In an autoclave at 200^ tlie protective 
oxide film is continuously dissolved. E. Berl and F. van Taack found that at 
1000 atm. press, and 310°, a maximum attack occurs with 0*02.V-NaOH (0*8 grin, 
per litre). E. Berl and co-workers found that soda-lye with 0*5 to 5*0 gnus, per 
litre and at press, up to 50 atm. exerts only a small action on iron, but the action 
increases with rising temp, and press.; soln. with 100 to 400 gnus, of sodium or 
potassium hydroxide per litre have a deleterious action on the mechanic^al properties 
of iron. The presence of atm. oxygen does not strengthen the attack by cone, 
alkali-lye. With 10 grms. of powdered iron, after 16 hrs.’ action, at 50 atm. press.: 


is^aOH . 

0*55 

1-15 

2-17 

3-0 

5-4 

11-80 grm.s. per lit 

Hydrogen 

60 

100 

170 

175 

370 

550 e.e. 

Fe 

99-01 

99-28 

99-32 

99-07 

99-12 

98-10 per eent. 

FeO . 

0-17 

0-37 

0-34 

0-50 

0 52 

1*32 „ 

No ferric oxide is formed. With lye 

containing 1-15 gnus. j)er litre: 

l^ressui’e 

30 

50 

80 

100 

150 

200 atm. 

Hydrogen 

Small 

100 

240 

270 

320 

410 e.e. 

Fe 

99-48 

99-30 

99-38 

98-70 

97-25 

91-08 per eent 

FeO 

0-13 

0-U) 

010 

0-29 

0-82 

7-25 

FcaOa . 

-- 




0-11 

0*82 „ 


The variations in the degree of oxidation with press, and cone, of lye are plotted 
in Fig. 362. The reaction can be symbolized by Fe+NaOH-flL/) HO.Fe.ONa 
-t-Hg, followed by HO.Fe.ONa-f H20=Fe(OH)2-fNaOH ; or Fe-h2Na0H+H20 
-H 0 .Fe( 0 Na) 2 -hliH 20 , followed by HO.Fe(ONa) 2 + 2 H 20 -Fe(OH) 3 + 2 NaOH. 
W. Dittmar, G. Zirnite, C. H. Cribb and F. W. F. Arnaud, M. V. Pershke and 
L. Popova, J. L. Everhart, F. N. Speller and C. R. Texter, H. F. Whittaker, 
r. E. Stromeyer, P. D. Merica, M. L. Hamlin and F. M. Turner, J. H. Andrew, 
h. Lyon, E. Heyn and 0. Bauer, and A. J. Hale and H. S. Foster examined 
the efiect of aq. soln. of the alkali hydroxide on iron. The utilization of the 
facts in alleviating the attack of water on boilers was discussed by R. Baumann, 

E. Berl and co-workers, R. E. Hall and co-workers, G. Neumann, S. W. Parr and 

F. G. Straub, A. Splittgerber, F. G. Straub, R, Stumper, A. Thiel and co-workers. 
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Fig. 302.—The Effect of Pressure and the Concen¬ 
tration of the Soda-Lye on the Oxidation of Iron. 


F. Schmitz found that with 0*06, 0-42, and 0*92 per cent, carbon steel, 20x20x10 
ram. with a 4 min. hole, the losses in potash-lye (1 : 2) were 0*000 per cent, during 
180 hrs.' attack. J. A. Jones observed that cracks develop in mild steel plates in 
soln. of potassium hydroxide, and this was attributed to the action of the alkali on the 
intercrystalline cement—vide infra. T. Geuther discussed the formation of hydrogen 
by heating powdered iron with 

calcium hydroxide. E. Heynand _^ j ^ I^irmMHperlUrc 

0. Bauer found that calcium ^ | j „ 7] _ ^ I 

hydroxide, even in dil. soln., pas- P oOh ^ -4 _- _ 1-4-a)/- 

sivates iron, and they observed | -I Ui -- - - 

no maximum in the curve repre- ^ oo/o ^ -I -| —j---- yy 

senting the efEect of varying the “t “ f-l -j" 

concentration of the soln. The ^ ^ M —I ' 

retarding action of calcium by- [_ Lj- | [- 

droxide soln. was discussed by ^ ~ ~so~^ m ' ^ m atmprel^e 

(’ Bucher, and Groeck. Pjo. 3(;2.—The Effect of Pressure and the Concen- 

St. JVleunier touna. that in the tration of the Soda-Lye on the Oxidation of Iron, 
presence of calcium, barium, or 

magnesium oxide, iron forms a ferrate when heated in air with sodium hydroxide. 
W. Heike studied the reaction with manganese oxide : Fe+MnO^FeO+Mn. 
W. Krings and H. Schackrnann studied tin* equilibrium in this system at 1550° to 
1560°, and observed that iir=r [Mn]rFeO]/j^Fe]rMnOJ is 0*0032 wlien concentrations 
lire taken in percentages. 

The corrosive action of soln. of many metal salts is discussed in connection 
with the corrosion of iron and stei^l infra. H. Krause studied the 
colouring of fused salts by iron and its alloys. T. Peczalsky found that iron 
increases in volume and electrical resistance if it be heated in the presence of salts, 
although no reaction occurs. L. Hackspill and R. Grandadam observed that when 
iron and alkali fluorides are heated in vacuo to 1000'^, a reaction : Fe+2KF 
FeF2+2K takes place. The reaction with sodium fluoride was tried industrially 
for the preparation of sodium by the Societe d'Electrochimie. L. Hackspill and 
K. Grandadam found that with the alkali chlorides —potassium, rubidium, cyesium, 
and sodium chlorides— the reaction is symbolized : Fe+rivCl—FeCl2+2K—'115*9 
Cals. L. Hacks])ill did not obtain the corresponding result wdth lithium chloride. 
M. p]. Chevreul observed that sodium and potassium chlorides are decomposed by 
iron in a moist atmospliere. A. Sanfourche observed no reaction between molten 
or vaporized sodium chloride. A. M. Portevin, and L. Hackspill and E. Schwarz 
studied the decarburization of iron by the alkali chlorides, whilst L. Hackspill and 
R. Grandadam observed that alkali bromides, and alkali iodides behaved like the 


corresponding chlorides tow^ards iron. F. Streintz observed that iron has no 
action on potassium iodide tost paper. 

A. E. Dolbear found that potassium sulphide at a red-heat is reduced by iron 
to form potassium. E. Heyn and O. Bauer found that iron rusts in dil. soln. of 
sodium sulphide,* but not when the conceaitration exceeds 0*RY-Na2S. G. Lunge 
observed a black film is formed on the iron dipped in cone. soln. of the sulphide. 
B. Garre observed no reaction when iron is heated with solid sodium sulphate, but 


A. Gorgeu observed a brisk evolution of sulphur dioxide when iron is added to the 
molten salt; sodium oxide and sulphite, and a double sulphide of sodium and iron 
are formed, but with a more protracted heating the sulphide and sulphite disappear. 
When the product is washed with water, ferrosic oxide remains. The reaction 
was studied by A. d’Heureuse, and A. Stromeyer. According to F. Projahn, iron 
in the absence of air, reacts with the heated sulphate, in accord with the probable 
equation : Na2S04-|-3Fe Na20-f-FeS+Fe203 ; and L. Hackspill and R. Granda¬ 
dam represented the reaction in vacuo by the equation : 2Na2S04+3Fe—Fe203 
+2FeS-V50+4Na. The reaction occurs at 900°, and with potassium sulphate, at 
1000°. There is an intermediate formation of ferrous sulphate; L. Hackspill 
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did not observe the reaction with lithium siilpluito. The Societe d Electrochimie 
proposed to utilize the reaction for the preparalion of sodium. O. Pettersson and 

A. Smit, and M. Websky observed that in the reaction with steel, potassium hydro- 
SUlphate forms ferric sul])hate, oxidizes the carlum to carbon dioxide', and leaves tlie 
graphite untouclied. Jj. ilackspill and J{. (irandadam found 1hat in vacuo tin' 
alkali carbonates react with iron in «accord with 2Na2('0.j i 2Fe Fcof^iCCO^ 
-f CO ] 4Na. Almost all the sodium carbonate is reduced in 2 hrs. at 1000 . 

B. Garre observed that solid sodium carbonate reacts with iron at a liigh temp., 
and E. Deiss, that powdered iron reacts with the molten salt. J. E. Fletcher 
studied the action of SOdium carbonate on cast iron. 

According to J. J. Berzelius, an aq. soln. of copper chloride extracts all the 
iron from cast iron leaving behind the whole of the carbon mixed with co])per. 
R. Bottger found much heat is develo])ed when anhydrous cuprous or CUpric chloride 
is reduced with powdered iron ami wetted with water, and G. Tainmaiin observed a 
vigorous reaction when iron is added to molten cuprous cliloridc : and the reaction 
was studied by C. B. Gates. According to \V. Eidmami, iron reduces a soln. of 
cupric cliloride in acetone ; and, according to A. Naumami, and E. Alexander, a slow 
reaction ocamrs with a soln. of euprie ehlorid(‘ in ethyl ac'ctate. The precipitatioii 
of cop])er irom soln. of copper salts by iron has hee]\ dis(Misse<i in (onnection with 
(*o])per“ - 8 . 21, 3. Observations on the subject were made by H. M. (hven, and 
G. L. Oldbright and co*workers. The precipitation has been used in a wet process for 
the extraction of copper. J. C. Essner found that the structure of the iron em})loyed 
exerts a marked influence on the form of the copper obtained, so that by selecting 
suitable iron it is ])Ossible to obtain the reduced copper in a tihrous or granular 
condition. The formation of a mud of hydrated ferric oxide is prev(‘nted })y the 
presence of a little sulphuric acid. With dil. soln. of copper salts F. Mylius and 
0. Fromm, and G. Tammann observed that some hydrogen may be developed, and 
the iron is associated with the precipitate<l copper. J. B. Senderens found that the 
deposition of copper from soln. of cupric nitrate, by iron, is rather slow at ordinary 
temp., with soln. of medium concentration the gases evolved contain 80 per cent, 
of nitrogen peroxide and 20 ])er cent, of nitrogen with sonu' nitric oxide at the 
beginning ; the precipitated copper contains some ferric hydroxid(‘, and the soln. 
contains ammonium and ferrous nitrates. 1). Tomniasi found that the ])recipi- 
tatioii from soln. of cupric chlorate is only partial; J. B. Senderens, that no co[)per 
is precipitated from soln. of the acetate ; and V. B. Gates, that copper is ])reeipi- 
tated by iron from soln. of copper salt.s of many organic acids. 

H. Forestier observed that the rate of dissolution of 99-8(> ])or cent, iron im¬ 
mersed for 10 mins, in a 2 to 12 per cent. soln. of cuprous chloride at 15" increases 
with the magnetic field up to 45CK) to 5U0tJ gauss, after which it remains constant. 
The rate of dissolution is tripled for 2 per (*ent. soln., but tlie stimulating eflect of 
the magnetic field decreases with the cone, of the reagent up to 8 per cent., and then 
remains approximately constant. Gopper si]|j)hate soln. act similarly but tin' eflect 
is less marked, possibly owing to the forimition of a protecting layer of copper. 
T. Andrew found that magnetrze<l iron dissolves in a soln. of cupric (•hlori<le about 
3 per cent, more quickly than the same iron not magnetized; and ('. M. Kurtz 
and R. J. Zaumeyer studied the subject. A. A. Blair discussed the dissolution of 
steel in a soln. of copper sulphate, and E. Goutal, by feebly acidified soln. with 10 
per cent, potassium cuprous chloride. K. GKch utilized the reduction of nitrites 
or nitrates to ammonia by an ir()n-ro])per (‘ouph* lor the determination (d th<‘se salts 
in soln. ; and D. Toininasi also reduced chlorate's to chlorides. Thci iron-copper 
couple was obtained by the action o{ fcrru)tt lufdwjjcnio reductum on a soln. ot 
copper sulphate. The dee<)niposition of CUprous sulphide by iron w^as studied by 
0. Reuleaux ; and B. Garre found that CUpric sulphide is reduced at 4(KJ , and that 
the thermal value of the reaction is ll-l Gals. F. ?. Treadwell observt'd tliat in 
the presence of powdered iron, the sulphides, insolu])le in dil. a*cids, in a current of 
carbon dioxide, and at a dull red-heat, form h'lTous sidf)hide. According to 
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J. J. Berzelius, silv6r chlorid6 is reduced when in contact with cast iron under 
water acidified with hydrochloric acid; and C. J. B. Karsten said that the iron is 
dissolved, leaving a residue of silver and graphite, and iron carbides. C’. B. Gates 
studied the reaction. The reduction of silver salts by iron was discussed in con¬ 
nection with silver - 3 . 22 , 5. G. Tammann found that iron acts slowly on molten 
silver chloride. C. J. B. Karsten, and J. Percy studied the reduction of molten 
silver sulphide by iron. J. B. Senderens observed that unworked iron is far more 
active in precipitating silver from dil. soln. of silver nitrate than is the case witli 
worked iron. The difference is attributed to a difference in the physical condition of 
the different forms of iron. W. Heldt said that the precipitation from silver nitrate 
soln. is slower the more cone, the soln. Steel acts more slowly than iron. The 
silver separates more slowly from ammoniacal than from neutral soln., and some 
ferric salt is formed. J. B. Senderens added that iron goes into soln. faster than the 
silver is precipitated, and some nitrites are formed. The reaction was also dis¬ 
cussed by J. S. de Benneville, and by N. Schilow. F. Mylius and 0 . Fromm, and 
(r. Tammann found that the precipitated silver always contains soiiu' iron. 

V. Lenher studied the precipitation of gold from soln. of gold chloride by iron. 

F. Mylius and 0. Fromm, and G. Tammann found that the gold is always con¬ 
taminated with iron. 

A. M. Portevin, and L. Hac*kspill and E. Schw'arz discussed the decarburization 
of iron {q.v.) by the alkaline earth chlorides. C. B. Gates said the molten calcium 
chloride does not act on iron. A. d'Heureuse observed that the alkaline sulphates 
at a red-heat react with iron, forming ferrous sulphide, and ferrosic and ferric 
oxides, li. Finkencr, and G. Hiigenstock obtained with calcium sulphate at a 
white-lieat in an evacuated tube, ferrous sulphide and lime. F. Martin and 
0. Fuchs observed that in a current of nitrogen, calcium sulphate reacts with iron 
at 750°, strontium sulphate at 850°, and barium sulphate at 950°, forming respec¬ 
tively 3 Ca 0 . 2 Fe 203 , 28 r 0 .Fe 203 , and BaG.Fe 203 . According to L. A. Bhatt and 
H. E. Watson, wdieii the mixture 3 CaS 04 -f BFe is heated in a current of nitrogen 
at 950^, for 5 hrs., 46-6 per cent, of the original sulphur remains as raS 04 . 
13-9 per cent, forms ('a 8 +h\'S : 28-2 per cent, as SO 2 ; 2-5 per cent, as SO 3 ; and 
8*6 per cent, as sulphur. An excess of silver retards the reaetion. F. Hunde- 
sliagen observed the formation of magnesium ferrite when iron acts on magnesium 
chloride melted in its water of erystallization, but B. Garre observed no reaction 
with anhydrous magnesium chloride at a high temp. For the action of aq. soln. 
of magnesium chloride on iron, vule infra. 8 . Micewdez found that the speed of 
decomposition of aq. soln. of sodium, potassium, calcium, and magnesium chloride 
increases in the order named. T. Petitjean recommended reducing magnesium 
sulphide by iron in order to prepare magnesium, but F. G. Reichel did not succeed 
with the process. A. Mourlot said that at a dark reddieat magnesium sulphide 
is not decomposed by iron. B. (4arre studied the reaetion between iron and 
magnesium siUphate at an elevated temp. 

G. J. Reed, and W. M. Camp found that iron is attacked only slightly by a soln. 
of zinc chloride, in contrast with the attack by a soln. of sodium chloride. 
N. N. Jefrenioff and J. M- Jakimez found that ferrosilicons are more resistant. 

G. Tammann studied the action of iron on molten zinc chloride. C. A. Graumann 
found that metallic iron in a reducing atmosphere attacks zinc sulphide, forming 
iron sulphide and zinc. H. Heinrichs observed that a mixture of cadmium sulphate 
and iron in a crucible at 900° yields a mixture of cadmium and ferrous sulphides. 
R. Varet observed the slow reduction of soln. of mercuric chloride to mercurous 
ehloride by iron ; and R. Bottger noted that with a boiling soln. some mercury or 
amalgam is formed. E. Alexander, and A. Naumann found that iron precipitates 
ferrous and mercurous chlorides from a soln. of mercuric chloride in ethyl acetate; 

W. Eidmann, and A. Naumann obtained a similar precipitate from a soln. in 
uiethylal; and A. Naumann, from a soln, in benzonitrile ; K. \'aret observed that 
iron produces no change in a soln. of mercuric chloride in pyridine, but if water is 
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added, and the soln. warmed, mercury, mercurous chloride, and oxidized iron are 
formed. W. Guertler and T. Liepus noted that a 1: 600 soln. of mercuric chloride 
is iinsfMe in contact with iron. The reaction was studied by V. Majer. 
G. F. HiJdebrandt found that when iron is heated witJi merconc sulphide, mercury 
and ferrous sulphide are formed. 

F. C. Calvert and 11. Johnson observed that iron aluminides are formed when 
aluminium chloride is passed over red-hot iron. T. Pet it jean recommended 
reducing aluminium sulphide witli iron in order to prepare aluminium, but 
F. (t. Keichel did not succeed with the process. L. Hackspill observed that when 
hented with iron in vacuo, alkali aluminate furnislies tlie alkali metal. 

The reduction of tin from soln. of tin salts by tlie addition of iron has been 
previously discussed 7. 40, 5. N. W. Fischer found that tin is not usually pre¬ 
cipitated by iromfroin soln. of stannous chloride, and the reduction of stannic to 
stannous salts was discussed by (\ Tookey, J. Atttield, W. L. (Tasen, etc., with dil. 
acidic soln. A Thiel and K. Keller, ami J. Thiele found that some tin may be 
precipitated. P. Scliultze added that tin is slowly and completely precipitated 
from neutral soln. if ferruin reductum l>c employed as reilucing agent. Air should 
be excluded. The subject was discussed by N. Bouman, and J. M. KolthofT. 
According to A. Thiel and K. Keller, the fact that when iron is added to a soln. of the 
chlorides of tin and antimony, oidy antimony is precipitated, is in contradistinction 
to the position of iron and tin in the electrochemical series. Tin is actually preci¬ 
pitated, but only in very minute quantity, forming a very thin protecting layer of a 
tin-iron alloy on the surface of the iron. Iron dissolves much less rapidly in an 
acid if a tin salt is present. If iron is introduced into a vessel containing a cone, 
electrolyte, and tin in the lower part, and a more dil. electrol}i:e free from tin 
in the upper part, the iron becomes covered with crystals of tin where it dips into 
the cone, electrolyte, but remains free from tin if immersed completely in either 
the cone, or the dil. soln. G. Tamraann found that iron slowly acts on molten 
stannous chloride. H. Biltz and V. Meyer found that iron is strongly attacked by 
the vapour of stannous chloride ; H. K. Patten found that iron is not affected when 
placed in liquid stannic chloride or in a hydrochloric acid soln. of that salt. The 
Chemische Fabrik Buckau reported that in the cold, the vapour of stannic chloride 
warms up iron, particularly if some chlorine be present; the metal becomes very 
hot if the temp, at the start be 1()0 chlorine alone begins to act on iron at about 
3(XT. Tlie reduction of lead from soln. of lead salts by iron was discussed in 
connection with lead 7. 47, 3. G. L. Oldbright and co-workers observed that lead 
is precipitated from a soln. of lead chloride by iron, Imt D. Tominasi, and H. Schiff 
noted that lead chlorate soln. are not so reduced. L. Taricco observed that lead 
is deposited on iron from alkaline soln. of lead cyanide. G. Tammann observed 
that some lead separates when iron acts on molten lead chloride. The decomposition 
of lead sulphide by iron was studied by J. Fournet, ,1. Percy, W. Guertler, and II. von 
Jiiptner. B. Garre said that the reaction occurs at 390°, and that the thermal value 
of the reaction is 2*2 Cals. N. W. Fischer found that at a red-heat iron and carbon 
reduce lead sulphate to lead. G. Tamraann and E. Kordes found that solid lead 
sulphate and iron react vigorously. The reaction begins at 540°, and the thermal 
value of the reaction is less than II Cals. 

F. A. Abel and W. A, Deering found that cone. soln. of chromic acid dissolve 
steel. The kinetics of the dissolution of iron by chromic acid were studied by 
R. G. van Name and I). U. Hill. According to W. K. Dunstan and co-workers, iron 
can be kept bright in a soln. of chromic acid for 10 years, but W. Moody found that 
there is a slow dissolution ; and R. G. van Name and D. U. Hill observed that with 
chromic acid in the presence of an excess of sulphuric acid, iron is rapidly corroded* 

J. A. N. Friend found that dil. soln. of chromic acid had no perceptible action on cast 
iron during 14 years’ exposure in sealed tubes. U. R. Evans observed that with 
soln. containing n mols. per litre of the acids, the average losses in weight during 
0 hrs. at 14°, were : 
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H,S04 . 005 0-05 005 0-05 Nil 002 005 009 

O 1 O 3 . Nil 0*005 0*01 0*02 001 001 001 001 

Loss . 9*7 25*9 42*7 77*9 0-2 38*2 42-7 65*8 

So that chromic acid, in virtue of its strong oxidizing and weak ha sc-dissolving 
properties, produces passivity by the formation of a protective film when present 
alone, but stimulates corrosion in the presence of sulphuric acid. The subject was 
discussed by E. Heyn and 0. Bauer, G. W. Heise and A. Clemente, and P. Rohland — 
vide infra. E. Heyn and 0. Bauer, H. Endo, P. Rohland, and G. P. Vincent studied 
the action of potassium dichromate soin. on iron ; and E. Berl and F. van Taack 
observed that under a high pressure, soln. of the dichromate attack iron more 
strongly than do soln. of potassium chromate. Some reduction occurs, and the 
liquid becomes alkaline. Vide infra, for the action of chromates and dichromates 
on the corrosion of iron. H. Endo observed lhat iron can be kept in 0*002 to 0*1 
Boln. of potassium permanganate for a year without being perceptibly attacked, but 
corrosion occurs in 10 hrs. in a 0*0C)02M-soln. R. Vogel and H. Baiir, and 

E. C. Krekel studied the reaction between iron and manganese sulphide and 
noted that the mixtures show an eutectic point--vide infra, iron-manganese alloys. 

According to F. E. Brown and J. E. Snyder, molten ferrous chloride attacks 
iron ; and H. Heinrichs studied the reaction between iron and ferrous sulphate. 
(\ F. Schonbein observed that iron precipitates an oxide from soln. of ferrous chloride 
or sulpliate. The action of iron on soln. of ferric salts was studied by T. E. Thorpe, 
H. Schild, and M. Troilius. According to J. V. Essner, dil. soln. of ferric sulphate 
when treated with iron yield ferrous sulphate; and the basic ferric sulphate pre¬ 
cipitated by iron from soln. of copper sulphate reacts with iron : 3 Fe 2 (OH) 4 S 04 -fFe 
~ 3 FeS 04 -l“ 4 Fe( 0 H) 3 . 0. Collenberg and S. Bodforsa, and R. G. van Name and 

D. IJ. Hill studied the rate of dissolution of iron in a soln. of ferric alum in the 
})resence of 0*01 M- to 5*0Ar-H2SO4 ; and observations were made by J. Napier. 
0 . P. Watts and N. I). A ^hippie found that the presence of arsenic retarded the 
rate of attack. The corrosion of iron by water containing iron salts in soln. was 
studied by A. E. Menke, and N. R, Dhar. W. Spring found that a cone. soln. of 
ferric chloride has little action on iron, but the metal readily dissolves in a dil. soln. 
K. G. -van Name and 1). U. Hill studied the rate of dissolution of iron in a soln. of 
ferric chloride in the presence of 0*1 ilf and 0-5M-HCI; and observations were 
made by d. Napier, and H. F. Whittaker. 0. P. Watts and N. D. Whipple found 
that the presence of arsenic slows down the rate of attack. H. Pauling obtained a 
cell with electrodes of iron and carbon in a cone. soln. of ferric chloride. The e.m.f. 
js 0*9 volt; and the cell is cheap and free from smell. A constant fiow of ferric 
chloride through the cell can be maintained so as to ensure depolarization. 

F. W. Kiister represented the reaction : 2Fe '+Fe=3Fe'\ Owing to the carbon 
impurities in the iron, local action like the main reaction must occur. The 
iron dissolves as ferrous chloride, not as ferric chloride, since when the iron plate 
IS immersed in a soln. of sodium chloride, and the carbon plate in a soln. of 
ferric chloride, and the current is allowed to pass for some time, the soln. in the 
vicinity of the iron plate contains ferrous salt alone, without a trace of ferric salt. 
B. Garre observed that the reaction between iron and nickel sulphide begins at 

and that the thermal value of the reaction is 5*7 Cals. F. Mylius and 0. Fromm 
observed that platinum precipitated from soln. of platinum salts readily alloys 
with the iron. 0. RufE and F. W. Tschirch found that the vapour of osmium 
octofiuoride strongly attacks iron. 

Some reactions of analytical interest —The salts of bivalent and tervalent 
iron, respectively ferrous salts and ferric salts, behave as if they were salts of two 
totally different elements. Neither series of salts gives any precipitate when 
treated with hs^drochloric acid, nor does the acidic soln. of either salt give any 
precipitation of an iron compound when treated with h3rdrogcn sulphide. If the 
«oln. of ferrous salt is dilute and neutral, a small amount of ferrous sulphide may be 
precipitated ; and, according to J. L. Gay Lussac,^® C. C. Grischow, R. Winderlich, 
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and H, V\’. F. Wackenroder, soln. acidified with some of the weaker acids —carbonic, 
oxalic, citric, tartaric, acetic, succinic, formic, and benzoic acids—may give an 
incomplete precipitation of ferrous sulphide. In the case of acetic acid, for example, 
there are presumably balanced reactions involving the dissolution of ferrous sul¬ 
phide, and its conversion of the sulphide into acetate: Fe 8 + 2 HC 2 H 302 

^Fe(C 2 H 302 ) 2 +H 2 S, and the escape of hydrogen sulphide as a gas, allows more 
ferrous sulphide to pass into soln. to preserve the balance. By adding to the soln. 
a considerable excess of alkali acetate, the balance is disturbed owing to the 
decreased solubility of the sulphide. Ferric salts are reduced to ferrous salts by 
hydrogen sulphide with the separation of sulphur: 2 FeCl 3 -fH 2 S— 2 FeCl 2 + 2 HCl+S. 
The sulphur appears as a milk-white or bluish turbidity. According to H. Rose, 
a small proportion of sulphuric acid is produced in soln. of the chloride, but not with 
soln. of the acid acetate ; and in ferric salts of the weaker acids, c,g. the acetat-e, 
H. W. F. Wackenroder observed that some hydrated ferric sulphide may be preci¬ 
pitated if the acid is not in excess ; and also from soln. of ferric salts of one of the 
strong acids if a large excess of sodium acetate be present. Iron is completely 
precipitated from soln. of ferrous salts by ammonium sulphide: FcClo-|-(NH 4 ) 2 S 
- 2 NH 4 Cl+FeS ; the precipitate is readily soluble in acids with the evolution of 
hydrogen sulphide. If verv dil. soln. are employed, green colloidal ferrous sulphide 
is formed ; it coagulates to a black precipitate on long standing, or in the presence 
of ammonium chloride. According to H. N. Stokes, ammonium polysulphide will 
give a precipitate containing ferric sulphide. Ammonium sulphide with ferric 
salts gives a precipitate of ferrous sulphide and sulphur : 2 Fe(^l 3 | 3 (Nll 4 ) 2 S 

=r)NH 401 -l- 2 FeS-fS, but with an excess of soln. of yellow ammonium sulphide, 
J. J. Berzelius said that ferric sulphide is precipitated. Similar results are obtained 
wdth alkali sulphides on soln. of ferrous and ferric salts; and the precipitate is 
insoluble in an excess of the reagent, but H. N. Stokes added that with alkali sul¬ 
phides the precipitate is always ferric sulphide. According to J. Roth, an aq. soln. 
with one part of iron in 100,000 parts of water gives a black precipitate with am¬ 
monium sulphide ; with 1 : 200 , 000 , a dark green mixture is produced , with 
1 : 400,000, greyish-green ; and wdth 1 : 800,000, a greyish-green colour in a few 
minutes. F. .Jackson found that ammonium sulphide enables one part of ferrous 
or ferric iron in 128,000 to be detected. Acidic ferrous salt soln. give no precipitate 
with ammonium thioacetate, but with alkaline soln., ferrous sulphide is precipitated ; 
soln. of ferric salts are reduced to ferrous salts by this reagent. 

Ferrous salts, in neutral soln., give an incomplete precipitation of white ferrous 
hydroxide when treated with ammonia. If ammonium salts be ])resent, e.g. in 
chloride soln., a soluble complex salt, (NH 4 ) 2 Feri 4 , is formed so that if sufficient 
ammonium chloride be present, ammonia gives no precipitate with soln. of ferrous 
salts. If the soln. be exposed to air, it becomes turbid, ^een, and finally brown or 
black from the precipitation of brown, hydrated ferric or ferrosic oxide 
Alkali hydroxides give a complete precipitation of ferrous hydroxide from ferrous 
salt soil!., and the precipitation is only partially prevented by the presence of 
ammonium salts. According to J. Roszkowsky, non-volatile organic acids, sugar, 
etc., retard or inhibit the precipitation of ferrous salts by ammonia or alkali 
hydroxides. F. Jackson found that 1 : 8000 of ferrous iron could be detected by 
precipitation with ammonia, or alkali hydroxides. Ammonia, or alkali hydroxide 
soln. with ferric salts give a precipitate of brown, gelatinous, hydrated ferric oxide 
(q.v.) : FcCly-j 3 NH 4 OH --- 3 NH 4 Cl+Fe(OH) 3 , which is soluble in acids. According 
to J. Roszkowsky, non-volatile organic acids, sugar, etc., inhibit or hinder the 
precipitation of hydrated ferric oxide by ammonia or alkali-lye owing to the forma¬ 
tion of complex salts. G. C. Wittstein said that hydrated ferric oxide is slightly 
soluble in cone, alkali-lye, but L. Schafincr showed that this is a mistake ; the ferric 
oxide is only in “ a state of fine mechanical suspension.’’ F. Jackson observed 
that the precipitation occurs with ammonia in soln. with ferric iron 1 ; ]6,(X)0, and 
with sodium hydroxide 1 : 32,000. 
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Ferrous salts give a virhite precipitate when treated with an alkali carbonate: 
FeCl 2 +Na 2 C 03 “ 2 NaCl-)-P'e(^ 03 ; the ferrous carbonate rapidly oxidizes in air ; 
with ferric salts, a brown, basic carbonate is precipitated, which, in a boiling soln., 
is hydrolyzed to hydrated ferric oxide. According to J. N. von Fuchs, F. von Kobell, 
W. Schopper, and H. Demaryay, the alkaline earth carbonates, and manganous, 
zinc, magnesium, and cupric oxides precipitate hydrated ferric oxide from cold 
soln. of ferric salts, but not so with soln. of ferrous salts unless boiling. The reaction 
with zinc oxide is symbolized : 2 Fe 0 l 3 -| 3 Zn 0 + 3 H 20 ^ 3 ZnCl 2 + 2 Fe( 0 H )3 ; and 
similarly also with mercuric oxide. According to 0 . H. Pfaff, sodium phosphate 
with ferrous salts precipitates wliite ferrous phosphate, and the reaction is sensitive 
to 1 : 1,000 ; while with ferric salts, yellowish-white ferric phosphate is precipitated 
sensitive to 1 : 1500 ; ferrous salts witli sodium arsenate give a white precipitate 
sensitive to 1 : 1000 ; and ferric salts, a white precipitate sensitive to 1 : 20 , 000 . 

According to J. von Liebig, ferric salts in cold, neutral soln. of alkali acetates or 
formates give a brown coloration : FePtj-f 3 NaC 2 H 302 “~ 3 Nari-(-Fe(C 2 H 302)3 ; 
and on boiling the soln. the iron is precipitated : Fe(C 2 H 3 b 2 ) 3 d 2 H 20 ^ 2 HC 2 H 362 
-fFe( 0 H) 2 (C 2 H 302 ), the precipitated basic acetate redissolves as the soln. cools, 
or when the precipitate is washed with cold water. The basic acetate process 
was discussed by J. W. Mellor. The presence of organic oxy-acids like tartaric, 
citric, and malic acids—and of polyhydric alcohols—like glycerol, erythritol, 
mannitol, and sugars—prevent these reactions because they form complex salts. 
0 . n. Pfaff observed that alkali succinates and benzoates give light reddish-brown 
precipitates with ferric salts sensitive to 1 : 50(X) provided an excess of acid is not 
present. F(‘rroiis salts give a yellow coloration with oxalic acid and acid alkali 
oxalat(‘s, and on standing a yellow precipitate is formed ; with alkali oxalate the 
vcllow precipitate is formed at once ; ferric salts give a yellow colour with oxalic. 
,icid, but no precipitation. Ferrous salts do not give a coloration or a precipitate 
w ith tincture of galls ; but in air or in the presence of ferric salts a violet-bluck 
or purple colour is developed. According to C. H. Pfafi, and J. Roth, the precipita¬ 
tion occurs with ferric chloride with a concentration of the ferric salt of 1 : 120,000 : 
a bluislj-black coloration is produced with a dilution of 1 : 200,000 ; a greenish- 
blue with 1 : 400,000 ; and a greenish-blue on standing a few minutes with a dilution 
of 1 : 8 (K), 000 . P. Ilarting said that the limit of the reaction with ferric sulphate 
is 1 : 300,000. If one of the stronger acids is present no precipitation occurs unless 
alkali acetate is present. 0. Lutz found that if a few drops of a solii. of proto- 
catechuic acid, and then an excess of sodium carbonate be added to a soln. of an 
iron salt, an intense red coloration occurs sensitive to 1 : 10 , 000,000 ; the presence 
of ordinary inorganic or organic acids does not interfere with the test. The reaction 
was studied by H. Hlasiwetz and co-workers, and R. F. Weinland and K. Binder. 
L. von Knorre, and M. von llinsky and (L von Knorre observed that nitroso-jS- 
naphthol, dissolved in 50 per cent, acetic acid, gives a voluminous, green precipitate* 
with dil. soln. of ferrous salts; and a voluminous, brownish-black precipitate 
with ferric salt soln. II. Kofahl, 1. Bellucci and A. Chiucini, J. Papish and 
b. F. Hoag, C. Meineke, L. L. de Koniuck, E. A. Atkinson and E. F. Hinitli, 
and F. C. Mathers studied the reaction. K. AV. Lharitschkoll found a soln. of 
naphthenic acid in light petroleum gives a reddish-brown soln. with ferrous 
salts—the petroleum extracts the iron from aq. soln.—ferric salts must be first 
reduced to ferrous salts. P. Slawik found that a most sensitive reaction for ferrons 
salts is to add tartaric acid to a drop of a ferrous salt soln., then 1 c.c. of alcoholic 
dimethylglyoxime, then an excess of ammonia, when an intense red coloration 
is produced which disappears by atm. oxidation, but is restored by reducing agents. 
The reaction was studied by L. Tschugaeeff, L. Tschugaeeff and B. Orelkin, IL Naka- 
«eko, P. N. van Epk, M. Matsui, E. J. Kraus, and W. Vaubel. A faint rose-red is 
perceptible with a dilution of 1 : 1,600,000. J. Dubsky and M. Kuras found that 1 c.c. 
of a 1 per cent, alcoholic soln. of di-iso-nitrosoacetone added to 5 c.c. of a ferrous 
«alt soln. gives an intense blue. The colour develops in 2 hrs., with 0 - 0 ()(X)LV-solii., 
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and in 3 hrs. with O'OOOOOliV-soln. 6. von Knorre observed that 2, 4>dilliir0S0- 
resorcinol gives a green colour or a green precipitate with ferric salt soln., and in 
feebly acidic or feebly alkaline soln. of ferrous salts, a green colour. The reaction 
was studied by M. L. Nichols and S. R. Cooper, W. R. Orndorff and M. L. Nichols, 
and M. Goldstiick. The amnoioniuni salt of phenylnitrosohydroxylamine —or 
cuplerron— gives a red precipitate of a complex ferric salt with acidic soln. of 
ferric salts. The reaction was studied by E. H. Archibald and R- 0. Fulton. 
0. Baudiscli, 0. Baudisch and V. L. King, I. Bellucci and A. Chiucini, J. Brown, 
H. Blitz and 0, Hddlke, E. Ferrari, R. Fresenius, G. E. F. Lundell, G. E. P. Lundell 
and H. B. Knowles, H. Nissenson, A. Pinkus and F. Martin, K. Schroder, and 
H. Weber. P. Cazeneiive found that a soln. of diphenylcarbazide in benzene, when 
shaken with a soln. of a ferric salt, gives a peach-red coloration. A. W. Gregory 
estimated that the violet colour, produced when an acetic acid soln. of salicylic 
acid is added to ferric chloride in soln. with sodium acetate, is sensitive to 1 ; 50,000. 
The reaction was first reported by R. Piria, and studied by A. Almdn, R. Bottger, 

E. Briicke, A. Conrady, A. Dollfus, M. Frehse, J. E. Gerock, A. Hantzsch and 
M. Singer, M. Konowaloff, 0. Laiigkopf, H. Marty, P. Nicolardot, 8. Pagliani, 
L. Rosenthaler, A. Sagaidatschin and M. Rawitsch, E. Schaer, E. F. Smith, 
J. Traiibe, A. Vogel, R. F. Weinland and A. Herz, H. Weiske, and J. Wolff. 
H. B. Pulsifer utilized, for colorimetric determinations, the red colour produced 
by ferric salts with acetyl acctone. R. Berg recommended o-oxyqilinoline deriva¬ 
tives as a precipitant. 

A soln. of potasriam cyanide and a ferrous salt give a reddish-brown precipitate 
soluble in excess to form potassium ferrocyanide ; with a ferric salt soln., potassium 
ferricyaniile is formed m an analogous >vay. Ferrous salts with potassium lerro- 
cyanide, in the complete absence of air, give a white precipitate of ferrous ferro¬ 
cyanide or ferrous potassium ferrocyanide, in air, a pale blue colour is duo to 
oxidation to ferric ferrocyanide (Prussian blue) ; with ferric salts under similar 
conditions, an intense blue precipitate of Prussian blue is formed. C. K. Pfaf! 
said that the reaction is sensitive to 1:1(X),000 ; P. Harting, to 1 : 420,(K)0 ; and 

F. Jackson, 1 : 64,000. Ferrous salts with potassium ferricyanide give a dark 
blue precipitate of Turnbull’s blue ; and with ferric salts, only a brown coloration 
is developed. Ferrous salts give no coloration with potassium thiocyanate ; 
but with ferric salts a blood-red coloration is produced: FeCls-fSKSCy ^ 
Fe(SCy) 3 + 3 KCl. The reaction is reversible, and the ferric thiocyanate can be 
extracted with ether. 0. H. Pfaff added that the coloration is sensitive to 
1 : 20,000 ; A. Wagner, 1 : 1,600,000 ; E. C. Smith, 1 : 8,000,(XX); and J. Roth 
added that with 1 : 25,000 the colour is red; with 1 : 200 , 000 , orange; with 
1 : 800,0(X), pale orange; and with 1 :1,600,000, a scarcely perceptible yellow. 
The coloration cannot be recognized in the presence of an excess of alkali acetate ; 
organic oxy-compounds—c.^. tartaric acid—in neutral soln., not in acid soln. ; 
and mercuric chloride destroys the coloration. The subject was studied by 
E. Kahane. Ferric salts give an intense blue colour with potassium molybdono- 
cyanide. 

A. Richaud and M. Bidot said that a sky-blue coloration is produced with 
ferrous salts, not ferric salts, when treated with a soln. of SOdium phospbato- 
tungstataSy acidified by hydrochloric acid, and the liquid then made alkaline with 
sodium hydroxide, but A. Popesco showed that other reducing agents produce the 
same coloration. If a ferrous salt soln. is treated with an excess of cone, sulphuric 
acid, and a crystal of potassium nitrate is introduced, a brownish-red ring is produced 
which, according to L. Blum, enables a ferrous salt to be detected in the presence 
of a ferric salt —mde nitric oxide. According to E. Lenz, with ferrous salts, 
sodium thiosulphate gives no precipitation; while ferric salts are coloured violet 
and finally reduced to ferrous salts without precipitation. 

According to N. W. Fischer, 20 zinc precipitates from neutral soln. of ferrous 
chloride or sulphate a mixture of ferrous hydroxide and metal if air be excluded; 
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otherwise, a mixture of ferric hydroxide and metal. J. A. Pouinarede obtained a 
similar result, l)ui not E. F. Anthon. If. N. Warren observed that magnesium 
precipitates iron mixed with the hydroxide from soln. of the acetate, and by this 
means iron can be separated from chromium. J). Vitali stated that when a soln. 
of a ferric salt is treated with magnesium, flecks of hydroxide are formed, and these 
are gradually reduced to the metallic state. 

The physiological action of iron salts. —In the first century of our era some 
medicinal uses of iron were described by Pliny, in his Hisioria natumlls ( 34 . 44). 
In classical times there was a general belief that iron lent its strength to the body, 
and later on this belief was reinforced by the association of iron with the planet 
Mars. Mars was assumed to control the blood, and accordingly “ iron ’ was 
employed to strengthen and purify the blood. In the Middle Ages several writers 

- J. 1j. Bausch 21—discussed the therapeutics of iron compounds. The 
medicinal use of iron increased during the sixteenth and seventeenth centuries, 
and the therapeutic reputation of iron was supported by its curative effect on 
chlorosis or green sickness ; and by its helpful action in counteracting the effects 
of excessive blood-letting so generally practised in that period. Iron was also a 
general remedy for cachexia and ill-health. The popularity of iron led to an increase 
in the number of available preparations as a knowledge of chemistry increased, 
and a number of secret preparations appeared in the eighteenth century —vide 
infra, iron chlorides. To-day it is estimated that over 600 preparations are avail¬ 
able for medicinal purposes ! The physicians of the seventeenth and eighteenth 
centuries thought so highly of the curative properties of iron that H. Boerhaave 
could say : In ferro est aliqaid divinum. 

The action of iron salts on the animal organism was discussed by G. C. Gmelin 22 
in 1825 vide supra, the occurrence of iron- and by A. J. Clark. The iron salts 
have no particular action on the unbroken skin, and when applied locally to the 
abraded skin, sores, and the mucous membranes, ferric salts are powerful 
astringents because they coagulate albuminous fluids. The administration of 
iron in health has very little action on the blood. If iron be injected subcutaneously 
or directly in the veins, it may cause gastro-intestinal irritation and paralysis. 
The iron administered during haemorrhage does not influence the haemoglobin of 
the blood. The ferric salts act as local hauuostatics and arrest severe haemorrhage 
by coagulating the blood and plugging bleeding vessels. The iron salts have a 
styptic taste, and may blacken the teeth and tongue owing to the formation of 
iron sulphide from the sulphur in the food and the ‘‘ tartar ” of the teeth. Ferric 
salts are converted in the stomach into chloride—maybe also a little ferrous chloride 
is formed -by the action of the hydrochloric acid there present. The iron salts 
thus have an astringent action in the stomach. As the iron salts pass into the 
intestine, the contents of which are alkaline, hydrated iron oxide or carbonate is 
formed which probably remains in soln. owing to the presence of organic substances. 
Lower down the intestine, the sulphur compounds, nascent hydrogen, and other 
readily oxidized products of decomposition convert the iron into ferrous sulphate 
and tannate—the tannic acid being derived from the vegetable matter of the food 

- and these ferrous compounds are eliminated as such with the faeces which are 
thereby turned black. The oxide, sulphide, and carbonate of iron are non¬ 
astringent. If an excess of iron in the form of an astringent preparation is 
administered, the excess has a constipating effect, since it is not acted on in the 
stomach and intestine. F. Wohlwill observed that iron causes capillary hyperaemia 
of the alimentary canal, and the accompanying nervous symptoms indicate a 
direct action on the central nervous system. W. Schiirmaim and T. Baumgartel 
observed that ferric chloride precipitates red corpuscles from the blood of normal 
oxen or sheep. L. Massol and M. Breton found that the injection of a milligram 
of ferrous sulphate in the brain of a guinea pig did not cause death. H. W. Armit 
studied the toxic action of iron carbonyl. 

The total iron in the adult body, amountiiig to about 3 grms., is derived from the 
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food ; about 2 grms. of this iron is combined in the haemoglobin ; and more than 
half the remainder is stored as a reserve in the spleen, liver, lymphatic glands, and 
marrow. The rest of the body contains about 5 mgrms. of iron per kilogram, and 
this is important because the respiration of every cell in the body depends on the 
small traces of iron it contains. 

C. G. Lehmann, and others found that men starving for long periods excreted 
8 mgrms. of iron daily, and this corresponds with a wastage of body tissue. G. von 
Wendt, and W, Lintzel agree that with diets adequate in amount, but poor in iron 
alone, the iron excretion is not more than 2 to 5 mgrms. daily —vide supray occurrence 
of iron. About a milligram of iron is eliminated in the urine of man per diem, and 
this remains nearly constant under all circumstances. An excessive elimination 
may follow subcutaneous injection or excessive absorption from the intestine, and 
some may be eliminated through the intestinal membranes. 

The amount of iron required in the food in order to maintain a balance is com¬ 
paratively small. About 20 mgrms. per diem is usually considered sufficient; 
but W, Lintzel and co-worker observed that a mixed daily diet only contains about 
10 to 14 mgrms. of iron, and probably less than this is needed by an adult on a mixed 
diet. Most of the iron is present in the meat, and in green vegetables. The iron 
contents, in mgrm. per 100 grms,, of some foods rich in iron are —liver, 15 ; spinach, 
5 ; and meat, 2 to 5 ; and in some foods poor in iron—cow's milk, 0-2 ; white flour, 
1‘5 ; and potatoes, 1-2 —vide supra^ occurrence of iron. The poverty of iron in 
cow’s milk explains the nutritional amemia of bottle-fed babies. M. Blauberg 
observed that a breast-fed human infant of 5 months retained 10 mgrms. of iron 
daily, and that this reprcvsented about 70 per cent, of the total amount su])plied 
with the milk. 

Ruminants, feeding on grass, etc., growing on soils with a low proportion of 
“ iron,” acquire a wasting disease, which, in New Zealand, is called biish sickncssy 
and, in Kenya, nakuruitis. These diseases are characterized ])v arrested growth, 
and by excessive annemia, whicli is ultimately fatal unless the animals are supplied 
with “ iron ” in some suitable form. Accordingly, B. C. Aston called the disease 
iron starvation. The subject was discussed by J. B. Orr. W. Lintzel found that a 
deficiency of iron arrested the growth of young rats; and J. B. McGowan and 
A. Crichton, that young pigs became cndematous, and frequently died suddenly—a 
post-mortem showed fatty degeneration of the heart and liver. Hence, while a 
deficiency of iron may cause ana?mia, it may have serious deleterious effects on 
various tissues of the body. 

According to G. von Bunge, the iron reserves in the liver and spleen play an 
important part in the blood formation of infant animals, and, added A. J. Clark, 
in many cases new-born animals have large iron reserves in their liver, and, although 
they receive but little iron in their mother's milk, yet by drawing on these reserves, 
they can avoid anaemia. W. Lintzel showed that a calf, for example, starts with 
a rich iron store in its liver, and hence does not suffer from the fact that cow’s 
milk contains very little iron. On the other hand, young pigs, and human infants 
have only a moderate iron store, but receive a better iron supply from their mother’s 
milk. Naturally, when a human infant is fed on cow's milk it tends to become 
anaemic, because it has no large iron store and receives very little iron in its food. 

G. von Bunge doubted whether inorganic salts of iron can be absorbed directly 
from the alimentary canal. He supposed that the only iron absorbed is present 
in the food as organic salts, but the presence of inorganic salts of iron in the 
alimentary canal favours the absorption of the organic iron by combining with 
and precipitating any sulphur as iron sulphide, thus preventing the sulphur from 
decomposing the organic iron salts. The hypothesis was disproved by E. Abder- 
halden, and S. Tartakowsky, who showed that inorganic iron hastens the formation 
of ha)moglobin in adult animals rendered anaemic by repeated bleeding whilst 
supplied with food deficient in iron. G. H. Whipple and co-workers also showed 
that iron salts administered in sufficiently large doses definitely increased the rate 
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of formation of hsemoglobin. E. B. Hart and co-workers found that nutritional 
anaemia in young rats was not cured by the administration of iron alone, but was 
cured if a small amount of copper was simultaneously given. This subject was 
studied by I. J. Cunningham, E. B. Hart and co-workers. 

According to W. H. White, soln. of iron salts are antiseptic. The effect of iron 
on vegetation was studied by J. L. Lassaigne. F. C. Calvert found that dil. soln. of 
ferrous sulphate do not prevent bacterial or fungoidal growths in albumin. 
C. Richet observed that at 16° to 20°, a soln. of 0-24 grm. of ferric chloride per 
litre will hinder the development of bacteria, and 0-014 grm. per litre will kill 
marine fishes in 48 hrs. L. Nathan found that black iron is active in checking the 
fermentation of apples, and beer-wort, whilst polislied iron has but a slight action. 
L. Nathan and co-workers showed that iron is very injurious to the fermentation 
of fruit musts and beer-wort. A. Chassevant and C. Richet observed the toxic 
action of iron salts on lactic fermentation. 
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§ 24. The Corrosion of Iron and Steel 

Nature, in eonfornnty with her usual bonevoleneo, lias limited tlic pouer of iron, by 
inflicting upon it tbo punishment of rust.— Pliny (6. 40). 

The tendency of ordinary iron to rust on expoHure to air is inherent in its nature ; 
and A. S, (Bushman,^ in discussing The Conservation of Iron, said that the rusting 
IS essentially a process of slow combustion which is annually burning up an untold 
and unknown quantity of this precious metal. No partnership between industry 
and Nature will ever again i eclaim the iron that has fallen away to rust. D. M. Buck 
considered that the annuiil charge due to the corrosion of iron and steel is between 
£17,0(X),0(K) and £23,(XX),0(X); but R. A. Hadfield estinnited that the annual cost 
of Wastage due to the rusting of the world's iron and stei'l is probably well over 
£r)(H),(KX),t)(k). W. S. Johnston estimated ihat 2 jier cent, of iron and .steel is lo.st 
]>er annum by corrosion. The cause and ])revention of rusting is therefore a subject 
of surjiassing importance unless we are to be mere passive spectators of this (Miormous 
loss. The subject was discu.ssed by T. Milton, ii. J. McKay, K. If. Schulz, 
W. Wiederholt, E. 1[. Schulz and Ji. Kulmel, If. Desch, JL I). Saklatwalla, 
E. Maass, and W. H. (Teulzfeldt. Quite a number of books ha\e hovn jmbli.shed 
mi th(‘ rusting of iron; and the Beichsansschns.s fur Metalhdiutz publishes a 
journal, Korrosion und Metallschuiz, devoted to this subject. Tlie .s])e( lal works are : 

JjO. jo. Andes, Der Ktsenrosi, seine Bildung, (UJahren, nod \tf/i(Uang, Wien, 1898; 
London, 1918 ; J. Nowman, Metallic Structures : ('orrosion and Fouling and t/u ir Pri rt ntion, 
T.<ondon, 1896 ; J. A. N. Friend, The Corrosion of Iron and Steil, London, 1911 ; A. S. (’nsh- 
inan, The Corrosion of Iron, Washington, 1907 ; A. 8. GusJunan and 11. A. (Jardner, The 
Corrosion and Preservation of Iron and Steel, New York, 1910; A. A. Pollitt, The (\iusis 
and Prevention of Corrosion, London, 1923 ; O. F. Hudson, Iron and Steel : An Jntiodurto)y 
Textbook, with a Section on Corrosion by C. D.Bcngough, J^ondon, 1921 ; V. R. Evans, 7’Ar 
('orrosion oj Metals, London, 1926; F. N. Sjieller, Corrosion . Caii.ses and Pu nntion. 
Now York, 1926; A. Sang, Corrosion of Iron and Steel, Now York, 19l0; M. P. Wood, 
Rustless Coatings : Corrosiem and. Elect!ohjsis of Iron and Steel, Now' Yoik, 1904 ; A. 11. 8ox- 
ton, The Corrosion and Protection of Aletals with special nfurnce to the Picsi iration oJ 
Engineering Structures, Manchester, 1906 ; Engg., 82. 4()7, 1906 ; (J. do Lattio, Piotiction 
des nietaux eontre la corrosion, Paris, 1927 ; C. Fremont, Essens di corrosion dis Jas it dis 
aeiers, Paris, 1927 ; Essaia des fers et dvs aaers par corrosion, Paris, HllO ; L. \Vilson,* 
('orrosion of Iron—A Summary of Causes a7ul Preventative Miasures, New* York City, 
1915 ; W. H. Croutzfeldt, Korrosion forsehung vom Standpunkte der Metallkunde, Braun¬ 
schweig, 1924 ; Stahl Eisen, 48. 228, J 928 ; W. 8. Caleott, J. (k WJudzefl and H. P. W hittaker, 
Corrosion Tests and JMcUerinls of ('oustruction for ('luniieat Ajijiaratus, New Yoilc, 1923; 
M. L. Hamlin and F. M. Turner, The Chemical Resistance of Engineering Alatcnals, Now 
York, 1923; M. Ragg, Vom Rost und 4'^om Eiaenaehutz, Beilin, 1928 ; W. Fnlinaer, 'J'he 
Con'oaion of Metals, Stockholm, 1929 ; J. H. Gibboney, Proc. Anur. Soc. TeMtng Materials, 
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29 . 13, 1930 ; E. Maass, tioul and RostachutZf Berlin, 1925 ; N. van Patton, Btblioyraphy of 
(Jorrodiofi of Metals arid Us PreventioUt Kingston, 1921; W. II. J. Vernon, .1 Bibliography 
oj Metal Corrosion^ London, 1928 ; E. Liobreich, Most und BostschutZy Braunschweig, 1914 ; 
IT. Cl. Haase, Sdvn- and alkalijestis Umseiseny DiisseldoH, 1927; 11. Schafer, liostfreie 
Sidhley Berlin, 1928; J. (1. H. Mouypeimy, Stainless Iron and Steely London, 1926; 
(). Krbhnke, E. Maass and W. Bock, Die Konosion unter BenicksiclUiguny des allgcmeinen 
MaterialschutzeSy Leipzig, 1929; P. Kotzschko, IJeber die Korrosion und des Bosten von 
unlegiertein und legiertem Gusseiseny Diisseldorf, 1928; H. Suida and H. Salvaterra, 
liostschutz und RostscJnitzmistriehy Wien, 1931. 

There have been numerous discussions on the corrosion of iron and steel—e., 9 . 
W. van W. Scholten ,2 A. Matagrin, G. Masing, V. Sallard, C. 0. Bannister, 
A. M. Portevin, etc. Methods for measuring the corrosion of metals were described 
by (t. 1). Bengougli ^ and co-workers, W. H. J. Vernon, R. K. 0. Schmidt, etc. ; 
«and microscopic tests, by (\ If. Desch ^ and co-workers. 

According to V. R. Evans and (1. D. Bengough,'^ the form ahraMion denotes friction 
iK^twcon ono solid body and anotlier resulting in change of shape or removal of material 
from ono or both sides ; rorro^<iio7i means the chemical or elect roe hem i cal action of a liquid 
or gas on the surface of a metal resulting in a passage from the elementary to the com¬ 
bined state ; and erosum denotes the removal of material from some part of a surface by 
means of abrasion, by capillary action, or otherwise, without a change of composition at 
the moment of removal although changes may occur afterwards. Both abrasion and erosion 
may operate on cither metal or scale. ,T. A. N. Friend used the term erosion to designates 
corrosion such as that induced by acids when a more or le.ss soluble product is formed which 
exposes the underlying metal to attack ; and surrosion for that type of corrosion which 
results in the })roduction of insoluble oxide or rust which clings to the unattacked metal; 
and W. H. .1. V>rnon used the term surrosion for cases where the total a(‘tion is quantita- 
tivt'Iy represented by the increase in weight of the specimen. 

The action of water on iron.- Some observations on tliis su})ject liave ])een 
discussed in connection with the chemical properties of iron. B. 1). Saklatwalla ® 
noted that the condensation of gases on the surface of metals would tend to impart 
surface activities that would depend on the degree of adsorption. When iron is 
covered by a thin layer of water, and exposed to air, hydrated ferric oxide is formed, 
but with a thicker layer of wa 1 (‘r, F. Wohler found that liydrated ferrosic oxide is 
produced. The water carries oxygen from the air to the iron. M. M. liall, and 
N. J. B. G. (luibourt found that iron powder, out of contact wdth air, does not 
decompose thoroughly ])oiled water, though a feeble evolution of hydrogen may 
occur at 5tP to b()\ Jind ferrosic oxide be formed. J. A. Wanklyn and E. Carius found 
that iron reduced by hydrogen gives no hydrogen when heated with purified water 
at 50° to 60° ; and K. Lenz said that electrodeposited iron, re-heated to redness in 
vacuo, rapidly oxidizes in contact with boiling water, the water is decomposed and 
the hydrogen which is formed is absorbed by the iron. E. Kamann also said that 
finely-divided iron slowly decomposes boiling water ; thus, 12 c.c. of hydrogen were 
obtained by boiling 10 grms. of iron—reduced in hydrogen in water for an hour ; 
he also noticed that the glass containing vessel was corroded when the boiling was 
continued for several days. J. A. N. Friend also observed that the reaction between 
iron and boiling water occurs about one-fourth as quickly in a copper vessel as it 
does in a glass vessel. M. M. Hall, and N. J. B. G. Guibourt said that if the iron 
be in contact with electronegative substances like ferric oxide, or mercury, it can 
decompose water under conditions where it otherwise would not do so. The case 
is as different with iron en masse y as it is with, say, pyrophoric iron and ordinary 
iron in air. 

The action of water on iron was discussed early last century by J. Keir, C. Becker, 
C. Girtaiiner, J. B. Trommsdorff, N. J. B. G. Guibourt, M. Meyer, R. Adie, J. Spennrath, 
M. Traube, and M. M. Hall ; and later by E. A. and L. T. Richardsoh, J. Kotho and 
F. W. Hinrichsen, A. Bobierre, K. Hasegawa and S. Hori, W. R. Hunstan and co-workers, 
W. H, Walker and co-workers, A. S. Cushman, V. Andstrom, E. Heyn and O. Bauer, 
W. Palmaer, W. R. Whitney, A. Wagner, W. P. Mason, W. van Rijn, H. W. Clark and 
8. D. Gage, R. S. Weston, M. Kembaum, V. M. Isnardi, W, P. Jorissen, A. W. Stuart, 
J, W. Cobb and G. Doiigill, O. Bauer and E. Wetzol, G. D. Bengough and co-workers, 
W. A. Bradley, A. B. Bradley, D. Geoghegan, P. J. Thibault, J. W. Shipley and co-workers, 
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J. TillmaniiB and co-workers, R. E. Wilson, J. R. Ba^lhs, F. N. Sj>eller and C. R. 'IVxtcr. 
G. M. Enos, H. Klut, M. Heegewaldt, T. Steel, A. T. Stuart, G. .1. Burrow s and C. E. Faw sitt, 
W. R. Fleming, C. F. Hicketliicr, and K. Inamura. 

There is the electrolytic theory of corrosion which is independent of the ionic 
hypothesis and all that is implied by the term “ ions.” The ionic theory is the 
electrolytic theory with the theory of ions as a subsidiary liypotliesis. The theory 
of ions is another story. Here, it is convenient to regard the two theories of corrosion 
as the same, but expressed in different ways. According to the ionic hypothesis 
advocated by W. R. Whitney,^ F. N. Speller, F. W. Hinrichsen, H. Fndo and 
S. Kanazawa, H. Friedmann, E. K. Rideal, W. J. Sweeney, (b Brescli, .1, W. Shi|)ley 
and I. R. McHaffie, W. Falmaer, W. T. Hall, W. G. Whitman, T. Fujihara, 
('. F. Bnrge.ss, W. H. Walker and co-workers, and A. S. (^isliinan and co-'WH)rkcr^, 
it is assumed that water and air are sufficient to cause rusting. The action of an 
acid on iron is represented as an exchange of electric charges between the H -ions 
of the acid, and the neutral atoms of the metal which then pass into soln. as metal 
ions. Water is supposed to be slightly ionized : ] OH', and when a 

metal is immersed in this liquid, it is assumed that the electric charges are trans¬ 
ferred from the H*-ions to the iron atoms so that the water in the vicinity of the 
metal has Fe“-4ons, and OH'-ions corresponding with a dil. soln. of ferrous 
hydroxide. If oxygen lias access to the latter, tlie ferrous hydroxide is oxidized 
to hydrated ferric oxide, and deposited as rust. The de-electrified H‘-ions form 
molecular hydrogen. In order to establish this hypothesis it was necessary to 
demonstrate that iron passes into soln. under these conditions, and, as indicated 
elsewhere, this has not been satisfactorily done. The tendency of iron to pass into 
soln. in water depends on (i) the so-called solution pressure, and (ii) on the solubility 
product jFe”liOir] 2 . Tlie reaction Fe+2H‘—Fe“-t H 2 in equilibrium when 
—rFe*‘^|H‘j2 67x10“^*, or since for'water at IS"", di‘J^OH'| 0*56 X 
[Fe‘’jL()irj2 2*1"^ 10 i**. This assumes that the ferrous hydroxide is completely 
ionized in soln. As indicated later, the value for the solubility ])roduct of lerrous 
hydroxide is not accurately known. If the solubility product [Fe‘'j[OH'J2 be less 
than Aq, some hydroxide will be precipitated before equilibrium is att<ilned. One 
of the values for the solubility product, 1 * 9 is very near the value of A^. 
W. J. Sweeney found that the solubility i)roduct is 10 A. L. McAulay and 

G. L. White studied the effect of the H‘ ion concentration on the ])otential of the 
iron- vide supra - and IT. 0 . Halvorsoii and R. L. Starkey calculated that the 
relations betw^een the H’-ion cone, and the ferrous or ferric ions held in soln.— 
parts per million—are : 

Pn . . 30 4() 5-0 00 70 

. 270 2-70 0*027 0*0j27 0*0527 

[Fe- q . . 0*1x10-1 (MXU)-* 0*1x10-5 0*1 X 10~» 0*1 x lO'^ 

The driving force of the reaction 2 Fe+ 02 + 2 Ho 0 2Fe(OH)2 is equal 
to the difference of the potentials e ~\RT log e^—lRT 

log {(Fe'’J/fFe]}, so that if |Fe'][OH]2—Aq and |FeJ is constant, e'—e'- {RT 
log {[02]//’2j M. Randall and M. Frandsen calculated the free energy to be 
— 2*28 Cals., indicating that the reaction, Fe 1 2H,0 Fe(0H).>+Ho, can progress 

at 25°. 

According to M. Mugdan, the potential of iron immersed in various .salt soln. 
varies considerably with the nature of the dissolved salt. Since the dissolved salts 
cannot be supposed to take part in the reaction, this should not be the case. The 
phenomena can be regarded only as further instances of a metal assuming a more 
or less passive condition. Thus, iron can dissolve with the elimination of hydrogen 
in soln. of chlorides, bromides, iodides, fluorides, sulphates, perchlorates, and 
nitrates, whilst in soln. of the salts of weak anions (chlorate, acetate, hydroxide, 
cyanide, chromate, and permanganate), the reverse occurs. The different 
potentials show that the rusting in one case and not in the other is due to some 
modification of the iron impressed on it by contact with the soln. The fact that 



406 


INORGANIC AND THEORETICAL CHEMISTRY 

mauy of the salts, in soJn., which do not attack the iron are reducing agents, 
speaks against the passivity being due to a layer of oxide. W. J. Sweeney showed 
that a small decrease of free energy occurs when iron is attacked by water to form 
ferrous hydroxide in the absence of oxygen; and K. Murata studied the thermo¬ 
dynamics of the phenomena. W. 1). Bancroft gave a bibliography of the ionic 
theory of corrosion and discussed the available data. 

As the ions pass from the metal into soln., an eq. number of hydrogen ions arc 
discharged on the electrode so as to form a hydrogen electrode. As the cone, of the 
metal ions in tlie soln. increases, the potential of the combination : Metal ; Metal 
ions, becojnes nobler ; and conversely, as the H -ion cone, of the soln. be(*omos less, 
the potential of the hydrogen electrode becomes more basic. The solubility product 
of the metal liydroxide is limited by a change in the cone, of the metal ions, and the 
H‘-ion cone., and this limits the value of the potential. With base ]]ietals like 
zinc, the limiting value of the potential of the metal electrode and the liydrogen 
electrode cannot be attained at atm. press., and, in consequence, the action of water 
on these metals does not come to a standstill; but with iron, when air is excluded, 
no reaction occurs. The hydrogen potential with a decreased press, becomes 
uo])ler, and there must be a press, leas than the atmospheric, at which the limit¬ 
ing potential is attained, and the reaction between iron and water can come to 
a standstill. Since the potential of iron against a sat. soln. of ferrous hydroxide 
was given by F. Forster as - 0-54 volt—W. Palmaer gave —0*57 volt—the potential 
of the hydrogen electrode is 0-29 log {p/LH*]^}, where the gas press, of the 

hydrogen is p, and the H*-ion cone, is [H‘], or, according to W. G. Whitman and 
co-workers, [H*]—2*5xl0'~i^. Then, by substitution and simplification, p 0*25 
atm., or 190 mm. Hg (approximately). 

G. >Schikorr found that the ]>rcss. generated by the hydrogen in the action of 
water on iron (with 0*18 per cent, of carbon, and notable amounts of oth(‘r imj)urities) 
is very mucli greater than tliis. For instance, at about 20“ : 
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This is taken to mean that other factors are concerned in the reaction. Ferrous 
hydroxide can act on water at 200° producing hydrogen and ferrosic oxide ; and 
W. Traube and W. Lange found that when a gel of ferrous hydroxide is heated with 
spongy palladium, hydrogen is developed, and ferrosic oxide is formed. Again, 
J. Preuss observed that powdered iron boiled in water with hydrated ferric oxide 
produces a black powder, and hydrogen is evolved ; and F. Wohler showed that 
the black powder is ferrosic oxide, and that the reaction can be symbolized : 
Fe+2FeO(OH)—Fe 304 +H 2 . R. Stumper also showed that hydrogen is developed 
in the reaction between rust and iron. G. Schikorr showed that the liydratcd ferric 
oxide does not attack the iron directly, rather is it reduced to hydrated ferrosic 
oxid(', and some ferrous hydroxide passes into soln. The dissolved ferrous hydroxide 
attacks the iron. The rate of formation of hydrogen in this reaction is proportional 
to the cube root of the press. Raising the temp, from 25° to 35° doubles the rate 
of formation of hydrogen. The attack on dense, compact iron is comparatively 
slow. 

Purified water free from air was rejmrted by M. M. Hall,® C. J. B. Karsten, 
J. F. Westrumb, J. Persoz, and R. Mallet to have no action on iron at a temp, 
below the b.p. of water ; and R. Adie reported that he kept iron in water, entirely 
free from dissolved air, for six months without its showing any sign of attack. 
B. Lambert and J. C. Thomson showed that commercial iron will dissolve under these 
conditions. W. R. Whitney found that purified water and purified iron sealed up 
in flasks, so that the contents were free from oxygen and carbon dioxide, could be 
kept an indefinitely long time without the iron undergoing any perceptible change ; 
but when air was admitted, the water rapidly became cloudy owing to the formation 
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of metal oxide. It was therefore inferred that a portion of iron must previously 
have passed into soln. J. A. Collins, J. F. G. Hicks, A. S. Cushman, M. Traube- 
Mengarini and A. Scala, and W. H. Walker and co-workers described modified 
experiments in agreement with the assumption that purified water can dissolve 
purified iron. A. S. Cushman estimated that the solubility of iron in purified air- 
free water is 0-0006 to 0-00117 grin, per litre. W. R. Fleming, and W. K. Hunstan 
and co-workers were unable to confirm W. R. Whitney's conclusion; and 
H. Nordensen, and J. A. N. Friend raised the objection f hat it is quite probable that 
the precautions taken by W. R. Whitney, and the other.s were not sufficient to 
remove all the residual gas caibon dioxide and oxygen from the water, and from 
the walls of the containing vessels, so that a trace of iron may have passed into soln. 
as carbonate. This is supported by W. Scoresby's observation that air cannot be 
removed from water by merely boiling, since water which has been thoroughly 
boiled furnishes bubbles of gas on freezing ; and A. Leduc’s calcuhition that at least 
1 c.c. of gas remains in a litre of water which has been thoroughly boiled. A large 
portion of this gas is proliably carbon dioxide. The fair inference from the observa¬ 
tions is that iron is very slightly soluble in ordinary water, or well-boiled water when 
air or free oxygen is excluded ; but it cannot seriously be claimed that the solubility 
of iron in water, quite free from dissolved gases, has been adequately demonstrated. 

The action of damp air on iron.- J. P. Barruel ® said that he kept electro- 
deposited iron for many years in a cupboard in which acid vapours were con¬ 
tinually present, and yet it presented not the faintest trace of rust; but there is 
some mistake, for J. Percy said that such iron rapidly rusts when exposed to the 
joint action of air and moisture. In 1782, 8. Rimnan observed that dry air does not 
corrode iron, but moist air does. Hence, he inferred that rust must be formed by 
some kind of acid, which, in the jiresence of moisture, will exert a dissolving, 
attacking, or corroding influence. . . . Other less noble metals seem likewise to be 
partially corroded by moist air.” J. Speiirath, and others also noted that iron does 
not rust in dry air. S. Rinman also added that in accord with C. W. Scheele's 
theory of the nature of air, in a confined space, the good air (oxygen) is absorbed by 
the rusting drillings of i)ig-iron. P. A. von Bonsdorff also observed that iron remains 
unaltered in damp air jirovided no liquid water is deposited on the metal; similar 
results were obtained in damj) air containing ammonia and carbon dioxide. These 
observations were confirmed by W. R. Diiustan and co-workers ; they enclosed 
pieces of 99-94 per cent, iron, free from occluded gases, in tubes containing dry and 
moist oxygen, dry and moist carbon dioxide, and a mixture of moist carbon dioxide 
and oxygen. No visible action occurred in a set of tubes maintained at a constant 
temp. ; while in a similar set kept at ordinary temp., no visible action oi'curred in 
the tubes containing dry oxygen, and dry and moist carbon dioxide ; but copious 
rusting occurred in the tubes containing moist oxygen, and a mixture of moist 
oxygen and carbon dioxide. In the tubes kept at ordinary temp., there are tluctua- 
tions in which the conditions favour the deposition of moisture. Consequently, 
it is not the water vapour in the atmosphere which evokes the rusting of iron ; for if 
the temp, be above the dew-point, iron initially free from rust does not corrode. 
A. C. Hanson, W. S. Patterson, and J. C. Hudson observed the rate of corrosion is 
fastest in the presence of water, and this is attributed to the greater condensation of 
moisture. 

F. C. Calvert observed that in some cases no oxidation occurred on exposing 
iron to moist oxygen, that in the light of W. R. Dunstan’s results, it is probable that 
no corrosion took place when no moisture condensed on the metal. M. Meyer, 
P. A. von Bonsdorff, F. von Hutten, and J. Spenrath previously observed that 
iron does not change in moist air provided no liquid condenses on the surface of the 
metal. W. M. Thornton and J. A. Harle regarded the attack by the deposited 
moisture as a kind of electrolysis. J. C. Hudson measured the vap. press, of the 
moisture in air required for the deposition of films of moisture, and found, with iron, 
this critical press, is near the saturation point. The rusting of iron in an apparently 
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dry atinospliere, the so-called dry corrosion^ was discussed hy W. H. .1. Vernou, 
U. R. Evans, and G. I). Bengough and J. M. Stuart vide supra, the action of oxygen 
on iron— cf. Fig. 330. P]. A. and L. T. Richardson, W. G. AVhitnian and E. L. Chap¬ 

pell, W. ¥. Robertson, J. Aston and C. F. Burgess, V. V. Kendall and E. S. Tayler- 
son, E. I. Duirmont, and C. E. Reinhard, discussed the rate of the atmospheric 
corrosion of iron. Experiments on the action of superheated steam at 186*^ were 
made by F. Hanaman, and the subject merges into the equilibrium relations 
between iron, the iron oxides, and steam discussed below. 

The corrosion of iron exposed to the atmosphere is affectt'd by climatic conditions— 
largo diurnal variations of temp., etc., discussed by O. Hahnel, and U. R. Evans ; by the 
presence of foreign gases- -f.r/. sulpliuroiis gases, discussed by J. F. Barkley, U. R. Evans, 
J. Rothe and F. W. Hindrichsen, P. Siedler, and W. Wislicenus —vide supra ; liydrogen 
chloride, by U. R. Evans— vide supra ; gases from manure heaps, etc., by M. Meyer, and 
P. A. von Bonsdorff ; by the presence of dust— e.g. soot—by W. H. J. Vernon ; and by the 
elements associated with the iron, by K. Arndt, J. A. Aupperle, O. Bauer, H. Boringor, 
J. Aston and C. F. Burgess, A. S. Cushman, G. M. Enos, U. R. Evans, H. Fischer, 
J. A. N. Friend, L. E. Gruner, R. A. Hadfield, E. A. and L. T. Richardson, W. Rosenliain, 
F. N. Speller, G. Tammann, and H. WMbling. 

T. Bergman,^0 in 1773, observed that water satuiated wuth aerial acid corrodes 
and dissolves metallic iron. In F. C. Galvert’s experiments, dry oxygen, dry carbon 
dioxide, a dry mixture of carbon dioxide and oxygen, and a dry mixture of oxygen 
and ammonia did not corrode iron ; in three experiments with moist oxygen, 
corrosion occurred in only one case ; with the mixture of moist oxygen and ammonia, 
no oxidation occurred ; and in all cases where moist carbon dioxide was present, 
the corrosion was very marked. G. Wetzlar, and A. Payen found that iron does not 
rust in water containing alkaline substances— e.g. in aq. soln. of potassium hydroxide 
of sodium carbonate, or of ammonia, even though the soln. be dilute. M. M. Hall 
also observed that iron does not rust in water containing magnesia or lime, and he 
discussed what he called the concealed agency of carbonic acid in determining the 
oxidation of iron by water. A. Payen inferred that the preservative effect of the 
alkaline soln. does not, in all probability, arise from their power of withdrawing 
carbon dioxide from the water, because iron is corroded even under thoroughly 
boiled water in contact with air free from carbon dioxide. In view of these results, 
and of F. C. Calvert's observation, no carbonic acid, no corrosion, F. (\alvert and 
A. C. Browm developed the acid theory of corrosion in which it was assumed that the 
action is primarily the result of an attack by an acid, usually carbonic acid. It was 
supposed that the carbonic acid reacts wdth the iron to form ferrous carbonate, 
FeCO^, or possibly ferrous hydrocarbonale, Fe(ll('03)2, and the liberated hydrogen 
unites with the dissolved oxygen to form water. The ferrous carbonate is tlien 
oxidized by dissolved oxygen to form hydrated ferric oxide, or rii.st. The liberated 
carbon dioxide then attacks a fresh portion of iron, and the cycle begins anew, so 
that a small amount of carbon dioxide in the presence of water and oxygen can 
convert, catal}Tically, an indefinitely large amount of iron into rust. The inhibition 
of rusting by alkaline soln. was attributed to their power of neutralizing traces of 
free acid. 

The acid hypothesis has assumed several forms. T. Fujihara said that water 
and air free from carbon dioxide form a ])rotective film on iron electrolytically, and 
once this film is formed, carbon dioxide is necessary to produce rusting. The 
removal of the protective film by the carbon dioxide exposes a fresh surface to 
attack. N. M. Gariloff and co-workers interpreted the effect of carbon dioxide on 
iron as follows : 

The iron in rontaet with air and water acquireH a film of ferrous oxide ; this is oxidized 
to ferric oxide, which is gradually reduced by the iron, and the metal below is simultaneously 
oxidized. In contact with water containing carbonic acid, the superficial film of ferrous 
oxide dissolves and ferrous hydrocarbonate is oxidized to hydrated ferric oxide. After a 
long period under a soln. of ferrous hydrocarbonate in the presence of carbon dioxide the 
iron is almost pas.sive, but the activity is regained by shaking the iron so as to detach the 
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protective film of hydrated ferric oxide. Corrosion is specially favoured at a low temp., 
in an atm. with not more than 6 per cent, of oxygon and not less than 14 to 15 per cent, of 
carbon dioxide. 

J. H. Paul assumed, without proof, that the carbonic acid reacts: 
Fe+C 02 +H 20 ~FeC 034 - 2 H ; and on hydrolysis of the ferrous car])onate, ferric 
oxide, carbonic and formic acids are formed : 2 FeC 03 + 2 H 20 ===Fe 203 +H.C 00 H 
-f H 2 CO 3 , and the carbonic acid is free to attack more iron, while the formic acid 
attacks the metal : Fe+ 2 n.COOH=Fe(H.COO) 2 + 2 H, and some formate is reduced 
to formaldehyde by the nascent hydrogen : 2 Fe{H.C 00 ) 2 + 4 H=Fe 2034 - 3 H.C 0 H 
+H.COOH. The formaldehyde escapes from the system wliile the formic acid 
reacts with more iron. H. E. Armstrong's modification is indicated below. The 
acid hypothesis was fashionable for a good many years ; but investigators began to 
inquire : Is the presence of an acid necessary for the corrosion of iron ? 

Observations on the action of carbonic acid on iron and its alloys were made by 
V. Andstrom, K. E. Basch, O. Bresch, G. Bruhns, C. Chorower, W. T. Clous, A. S. Cushman, 

E. Donath and A. Indra, W. K. Dunstan and co-workers, F. Ensslin and F. Buschendorf, 
T. Fujihara, J. A. N. Friend, R. Girard, O. Haehnel, A. C. Hanson, C. von Hauer, E. He}^ 
and O. Bauer, J. F. G. Hicks, K. Inamura, B. Klarmann, H. Klut, J. M. Kolthoff, 
O. KrOhnke, W. Loybold, H. Liihrig, B. G. McLellan, A. A. Markson and P. Fritz, 

G. T. Moody, J. E. Orloff, J. D. Pennock and D. A. Morton, P. Petit, J. Rothe and 

F. W. Hinricliscn, E. vSauer, J. T. Saunders, K. Scheringa, J. W. Sliipley and I. R. McHaffie, 

H. J. Smith, J. Spennrath, W. A. Tildcn, J. Tillmans and co-workers, J. B. Trornmsdoiff, 
J, ^'lll(^ W. H, Walker, G. W. W'hitman and co-w^orkers, W. R. Whitney, R. E. Wblson, 
and B. G. W’orth— rn/e H-ion concentration of natural waters, and also the action of coal- 
gas on iron. 

The w'ork of W. 1(. Duiistan and co-workers, W. A. Tilden, and J. F. G. Hicks 
shows that the presence of carbon dioxide, or other acidic substances, is not necessary 
for the corrosion of iron, nor did J. F. G. Hicks find that moist oxygen rusts iron 
more quickly if car])on dioxide be pn^sent. V. Andstrom showed that the quantity 
of iron removed by corrosion in water is independent of the proportion of dissolved 
carbon dioxide ; and is })roportioiial to tlie amount of dissolved oxygen. The ratio 
of iron to oxygen corres])oiids with Fe 304 ; and the dissolved iron is present as 
F(‘(HC^ 03 ) 2 . When very little oxygen is present, and the soln. contains a large 
})roportion of carbon dioxide, corrosion proceeds very slowly. Ileiu'e, it is inferred 
that rusting princij)ally is due to the action of oxygen, probably wuth the inter- 
niecliate formation of hydrogen dioxide. The subject was discussed by T. Fujihara. 
The deleterious effects produced by the products of combustion of coal, formerly 
attributed to carbon dioxide, are now considered to be produced by the oxides of 
sulphur. U. K. Evans said : 

Thr corrosive qualities of earbon dioxide have been exaggerated in the past, and 
jirobablv the damage attributed to earbon dioxide has really betai duo to sulphur dioxide 
or bydrog(‘n ehloride. If water is allowxal to condense in drojilets on iron, some of them 
develop rust, whilst others (which ilo not happen to rest on a weak point) remain clear; 
tins IS true whether earbon dioxide is present or absent, and the clear drops may be dried 
up in a current of carbon dioxide without developing rust; hydrogen ehloride vapours 
(piicklv ])roduco rusting. A soln. of carbonic acid causes at first slight corrosion of tho 
hydrogen-evolution type, hut the pn rajiidly rises and the formation of hydrogen ceases ; 
tho ferrous bicarbonate })roduced yields ferric hydroxide at the water-line, and this 
obstructs diffusion of oxygen and prevents attack of tho oxygon-absorption type. In 
etfect, therefore, a soln. of earhonie acid is not dangerously corrosive ; but it must be 
rcrneniherod that the pre.senee of excessive free carbonie acid in a hard natural water may 
prevent the deposition of ealeium compounds wdiieh would otherwise bring the action to a 
standstill. 

The action of aerated water on iron. —W. R. Dunstan and co-w orkers found that 
}>rovided liquid water, oxygen, and iron are brought into contact, rusting w ill occur 
even in the absence of carbonic or any other acid. K. Inamura obtained similar 
results. W. A. Tilden also said that commercial iron, liquid w'ater, and oxygen are 
alone sufficient for the production of rust ; carbonic acid is not necessary, but when 
present it hastens the reaction. E. Hevn and 0. Bauer, and A. S. Ciislinian came 
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to the same conclusion.. B. Lambert and J. C. Thomson prepared iron of a high 
degree of purity. If platinum vessels were used in place of iridium as a container 
for the ferric oxide during its reduction to iron, the product always corroded at the 
places where it had been in contact with the platinum. T. W. Richards and 
G. P. Baxter had previously observed that iron always contained some platinum 
when prepared under these conditions. B. Lambert and J. C. Thomson inferred 
that thoroughly purified iron does not undergo visible oxidation in contact with 
purified wat(*r and purified oxygen, but that a small trace of impurity in the iron is 
siifticient to cause oxidation under exactly the same conditions even if tlie impurity 
be not of an acidic' nature or likely to produce an acid during the reaction. Tiie 
conclusions were discussed ])y J. A. N. Friend, T. M. l^owry, H. Kichardson, 
.1. Meehan, W. R. Dunstan, (\ E. Btromeyer, W. A. Davis, H. E. Armstrong, 
W. I). Bancroft, and G. T. Moody. There is the difficulty in removing air and carbon 
dioxide from the licpiids, and from the inside surfaces of the glass containing vessels ; 
and the fact that commercial iron and steel invariably contain foreign substances 
like sulphur, phosphorus, etc., which, on exposure to air, readily oxidize to produce 
acids where their presence may not have been suspected. The contention that the 
conclusion is invalid because the carbon dioxide clings to glass vessels and other 
substances so tenaciously that it cannot be effectively removed except by washing 
with alkali-lye or some other drastic treatment, has perhaps led some excolare 
culivtw, cumelxm autem ghdire. U. R. Evans said : 

It is not clear, however, \\h\ , if the residual carbon dioxide is supposisl to ha\ e remained 
clinging tenaciously to the glass in these very careful experiincnts, it should liavo been 
considered capable of promoting the rusting of iron. Jn .sonu* of J. A. N. Knend's iron 
experiments, not only the glass, but also the metal v^as washed with caustic alkali, a sub¬ 
stance which is distinctly tenacious in clinging to metallic substances, and which is notably 
prejudicial to corrosion. J. A. N. Friend hnind no rusting wlien normal sodium liydroxido 
lias boon used to wash the iron, but he found that iron rusted after treatment with A.A- 
sodiuni liydroxide (followed liy wasliing vcith water)—a fact wliieh be attributed at tho 
time to the small quantity of carbon dioxide which is <*apnl)le of existing in equilibiium 
with alkali of that concentration ! 

J. TillmaiiH and B. Klarmaim said that the carbonic acid dissolves the iron in 
accord with the equation Fe 4 - 2 C 02 + 2 H 20 ;F^Fe{HC 03 ) 2 -|'ll 2 ; mid H. J. Smith 
observed that a definite concentration of carbon dioxide in the soln. is necessary 
to keep the hydrocarbonate in soln., and he found that this concentration, the cube 
root of the carbon dioxide in soln., is proportional to the concentration of the dis¬ 
solved iron, or [Fe"J=A(C02dissolved)’- With natural calcareoUvS waters, part of 
the dissolved carbon dioxide is free carbonic acid, and part is present as calcium 
hydrocarbonate, Ca{HC 03 ) 2 . J. Tillmans and co-workers designate the carbon 
dioxide so fixed as zugehurigen or attached carbonic acidy and the unattached carbon 
dioxide in soln. as aggressive carbonic acid. E. Muller and H. Henecka studied tlie 
effect of pressure, and found that the action of the soln. on iron is thereby augmented. 
J. Tillmans observed that if a natural water has a H’-ion concentration between 
0-2 X Kk"’^ and 0*4 X it does not have a deleterious effect on iron. 

According to W. H. Johnson, iron which has been dipped in acid for the removal 
of scale after heating becomes brittle, and the brittleness is lost if the metal be 
subsequently stored for any length of time. A. Ledebur made similar observations 
all tending to show that adsorbed hydrogen was the source of the brittleness. 
Similarly, J. H. Andrew observed that when iron is immersed for some time in a 
sat. soln. of sodium hydroxide at 100'\ wrought iron becomes brittle owing to the 
absorption of hydrogen, hut if the immersion is continued a longer time, the metal 
becomes tough again. The initial brittleness is attributed to the more rapid 
absorption of hydrogen by the amorphous, intercrystallinc layer than by the crystals 
themselves, and the resulting expansion forcing the crystals apart, and weakening 
their cohesion. When the hydrogen has had time to diffuse into the crystals them¬ 
selves, the intercrystalline strains are relieved, and the brittleness disappears. 
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Again, according to J. A. N. Friend, when electrolytic iron foil is immersed in cone, 
soln. of potassium or sodium hydroxide for several weeks, and, after a thorough 
washing, allowed to corrode in water, the water becomes contaminated with 
potassium or sodium salts ; and W. H. Perkins obtained similar results with soln. 
of ammonium, lithium, and barium hydroxides. Here, again, it is supposed that 
minute quantities of the alkali penetrate the metal between the crystals of ferrite, 
via the pores in the iidercrystallinc cement. The subject was also discussed by 
A. Edwards, R. S. Williams and V. O. Homerberg, H. van de Loo and co-workers, 
K. Hundeshagon, P. W. Evans, H. Kriegsheim, 8. E. Langdon and M. A. Grossman, 
A. J^edebur, E. Liebreich, H. L. Hess, L. If. Marshall, V. H. Hillman, J. Morrison, 
H. Sutton, \\ J.,(mgmuir, P. D. Merica, S. W. Parr and co-workers, H. F. Rech, 
K. (i. Straub, A. Pomp and P. Bardenhauer, B. Neumann, 1). Splittgerber, 
il. E. Wallsom, M. Werner, K. S. Williams and V. 0. Homerberg- supra, 
the action of alkali-lye on iron. F. Lea, F. G. Straub, M. Majirna, and 
M. Okochi studied the embrittling action of hydrogen in electrodeposited iron. 
This is not the same as the embrittling of metals by contact with chemical agents 
discussed by H. Desch, and J. A. Jones. 

G. T. Moody found that pieces of iron can be cxjiosed to the combined action 
of ])uritied air and water without forming rust; and where the metal rested in 
contact with the glass, a slight corrosion occurred in the course of a few days, pre¬ 
sumably due to a reaction between the metal and the glass—silicic acid. No 
corrosion occurred when the ends of the pieces of metal which came in contact with 
the glass were protected by acid-free paraffin wax. The metal in some cases was 
washed wdth ( hromic acid to remove from the surface of the iron only those con¬ 
stituents which would otherwise yield acids on exposure to water and oxygen. 
G. T. Moody found that when carbonic acid is entirely excluded, no interaction 
takes place between oxygen and iron in the presence of water. Under such con¬ 
ditions, oxygen alom* is unable to ejidure oxidation of the metal, but as soon as air 
containing its normal quantity of carbon dioxide is admitted, vigorous rusting 
occurred. W. 11. Walker and co-workers confirmed the results of G. T. Moody's 
experiments made M’ithout the use of chromic acid; but W. R. Dunstan could not 
do so, and he assumed that the alkali dissolved from the glass inhibited the corrosion 
of the metal in (L T. Moody's experiment. W. H. Walker and co-workers, 
W. A. Tilden, and J. A. N. Friend said that the chromic acid employed by 
G. T. Moody may have rendered the metal passive; If. B. Baker was unable to 
make iron indilTerent towards ordinary water by treatment with dil. soln. of chromic 
acid ; and G. T. Moody observed that (i) the iron was not passive when and where 
it came in contact with the containing glass tube, and (ii) that rusting began when 
ordinary air was allowed to enter the tubes. This would not have occurred had the 
metal been passivated. J. A, N. Friend concluded that his modifications of the 
experiments demonstrated “ in a remarkably clear and decided manner that pure 
water and air combined are without visible action on pure iron." The demonstration 
is by no means complete. In order to adapt a colloidal theory of corrosion of rusting, 
J. A. N. Friend said that iron dissolves in water as ferrous ions, and that these are 
rapidly converted into a hydrosol of ferrous hydroxide. He also said that the fact 
that weakly alkaline soln. of many salts readily induce corrosion, disposes of the 
idea that an acid must necessarily be present in the free state'. The evidence is a 
remarkable testimony to the influence of predisposing opinions on judgment. 
The ionic theory of corrosion enables its disciples to show experimentally that purified 
iron will corrode in contact with a soln. of oxygen in purified %vater because the 
water is slightly ionized, and the metal can pass into soln. as ferrous iron-ions with 
the liberation of hydrogen : Fe-1-2H*+20H'- =Fe"+20ir-l~Il2. The ferrous 

hydroxide present in soln. is oxidized in the presence of oxygen to form rust. On 
the other hand, the acid theory of corrosion enables its supporters to show experi¬ 
mentally that corrosion cannot take pla(‘c under these conditions, but that an acid, 
or something which can play a similar role, must be present. The chemical form 
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of the dress which the acid theory assumes has been described by A. C. Brown - 
vide supra ; but it may also be attired electrochemically. 

The electrochemic^ nature ol the process ol rusting in general. —In 1819 , an 
anonymous writer—assumed to be L. J. Thenard - and R. Mallet expressed the 
opinion that rusting is an electrochemical phenomenon; and H. Davy probably 
held the same opinion ; while M. Faraday persistently emphasized the electro¬ 
chemical nature of chemical reactions. A. de la Rive stated that the fact tliat iron 
does not rust in moist air if no water is deposited on the surface proves that tlie 
oxidation of a metal in air is not merely the result of a direct combination : 

Aotuallv, a more roinplicatod plionomenoii occurs, iliat i«. a voltair ar-tion ; the ijiotal 
decomposes the water on account of a local voltaic action which is aided by tlio presence 
of dissolved oxygen acting on the hydrogen formed. The presence of carbonic acitl facili¬ 
tates the action inasmuch as it renders the water a better conductor. 

The idea was utilized by T. Ericsson-Auren, and T. Ericsson-Auren and 
W. Palmaer ; while W. Palmaer said that: 

If in the acid soln. a depolarizer for hydrogen is present, that is, a substance which may 
successively oxidize the hydrogen formed, it is evident that the counter e.rn.f. of the local 
element dimiriishes, and the dissolution of the metal is facilitated. Direct evidence of 
this was supplied by J. M. Weeren, who, how^ever, interpreted the phenomenon another w^aj\ 

H. E. Armstrong emphasized his belief that that hy])othetical substance pure 
water is not an electrical conductor. The presence of a trace of “ electrolyte ” is 
necessary for electrical conduction. He said : The rusting of iron can occur either 
in a circuit from which oxygen is absent, or in one in which it is present. In the 
one case, when iron - coupled with an electronegative conductor- is brought in 
contact wn^h an acid soln., it is dissolved as a ferrous salt—say, as ferrous hydro¬ 
carbonate : Fe-f-2H2003--Fe(Hr03)2+H.>, or, in the case of dil. soln., as ferrous 
hydroxycarbonate : Fe+HoO-l Fe(OH)(H(^()3) | Ho. When the ferrous 

salt in soln. is brought in contact wnth oxygen, it is converted into a ferric salt, 
and rust is formed by the hydro!vsis of this salt, 'the action may be rej)resentetl 
diagrammatically: 2Fe(OH)(HC()3) 1 (()+-Ho0)--2Fe(0H)o(HC03), followed by 
Fe(0H)2(HC03)+H2()--Fe(0H)3-} IRCOjj. The rust may be formed by the 
condensation of several simple molecules, attended by a more or less complete 
dehydration of tlie hydrated ferric oxide. Here the rust is formed in solution, as 
it were, aw\ay from the iron. This is demonstrated by the following experiment 
due to G. T. Moody : 

The lower end of a glass cylinder was j)ackcd with ordinary iron-wiro nails, then the 
nails cov’crod with water to the depth of an inch or tw'o after placing above them a disc of 
w^hitc filter-paper. On observing the cylinder at intervals, it was seen that the nails undergo 
little, if any, perceptible change, but that rust gradually separates out from the liquid and 
settles on the paper disc above them. 

H. E. Armstrong continued : In the .second case, when oxygen is pre.sent 
together whth an acid in a soln. bathing an iron surface, it is included in the circuit 
of change, and acts as a depolarizer, and no hydrogen is then evolved. Initially, 
when no ferrous salt is present, the interaction may be represented : Fe+2H2G63 
-f 02~Fe(HC03)2+H202 ; and when a ferrous salt is also present, some may be 
included in the circuit of change and converted into ferric salt : Fe +-2H2CO3 
•+H202+2Fe(HC03)2—Fe(HC03)2+2Fe(( I)(HC03)2— videi 7 }fra,foT the hydrogen 
dioxide theory of corrosion. In other words, while iron dissolves as ferrous salt, 
ferrous salt which has been produced previously is converted into a basic ferric 
salt; in the final stage this latter salt is acted upon by water and converted into 
rust and acid, the which acid is then available to dissolve a further quantity of 
iron. It is to be supposed that when, in presence of oxygen, the liydrogen displaced 
by iron in dissolving is oxidized effectively in the primary circuit (entirely to 
water) a large additional amount of energy is developed in the circuit, so that the 
electromotive force is raised about li volt beyond that of a single fluid iron- 
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acid cell. The part oxygen plays is tlierehnv a very important one in su far as it is 
included in the primary circuit in which corrosion is effected. It is well known 
that when iron has once begun to rust in air, corrosion proceeds more rapidly, the 
rust appearing to promote attack. There is little doubt that this is in some measure 
chic to the fact that the finely-divided oxide serves to attract and c’ondense moisture. 
It has been supposed that the rust also promotes corrosion by its electro-negative 
character. It may be doubted whether ferric oxide itself has much inlluence on this 
account, but inasmuch as the electronegative impurities in steel are set free as 
corrosion proceeds, it is easy to understand that as these accumulate on the iron 
surface they may well exercise a considerable influence in lowering the resistance 
in the circuit of change by increasing the area of the electronegative element. 

The electrochemical nature of rusting, from one ])oint of vi(‘w, has })een indicated 
in connection with the ionic hypothesis of rusting. In its present form it has ]>een 
called the local element theory of rustwy^ and it was discussed by K. P. (irigorowitchdi 
W. M. Thornton and J. A. Ilarle, F. (loudriaan, W. (Tuertler and B. Blumenthal, 
A. Thiel, J. Eckell, F. Forster, E. Heyn and (). Jhiuer, T. Fujihara, W. J). Ban¬ 
croft, Ct. (^haudron, G. V. Akimofl, S. Rachwal, F. R. Evans, Y. N. Speller and 
co-workers, and CJ. I). Bengough and co-workers vide infra. The electrochemical 
phenomena- - vide infra, olectioniotive force of iron—associated witli the corrosion 
of metals were studied from the ])oint of view of the anode and catliode by 
II. R. Evans, W. R. Fleming, W. W. 11. (iee, (h Gore, G. (Irube, A. (Rinther- 
Schulze, R. Hadfieldand E. Newbery, E. Liebreich, 0. Michalke, T). Reichinstein, 
K. K. Rideal, E. P. Schoch, and A. Thiel : anodic corrosion due to an externally 
applied e.m.f., by A. J. Allmand and R. H. J). Barklie, H. Beenv, F. Bergius and 
P. Krassa, \V. R. Cooper, J. Eckell, W. W. H. Gee, J. L. R. Hayden, R. Krcmann, 
B McCVdlum and G. 11. Ahlborn, R. Saxon, E. P. Schoch and C. P. Randolph, 
\V. M. Thornton and J. A. Harle, and G. R. White ; and overvoltage or over- 
jMjtential in relation to corrosion phenomena, b} V. W. Bennett and J. G. Thompson, 
.1.1, Crabtree, E. Denina and G. Ferrereo, H. J. T. Ellingham and A. .1. Allmand, 
U. R. Evaii'-, V. Hambuechen, N. Isgaricher and S. Berkmann, M. Knobel, 
M. Knobel and I). B. Joy, E. Liebreich, E. Liebreich and W. Wiederholt, 
J). A. Maclnnes, F. Meuiiier, \V. R. Mott, E. New})ery, T. Onoda, J. W. Richards, 
and (). P. Watts and co-workers. 

According to V. R. Evans and co-workers, the electric* currents flowing between 
the anodic and cathodic portions of a corroding metal are ecpiivaleiit to tin' cor¬ 
rosion produced, not only («) in cases when the anodic and cathodic areas consist 
of different metals, but also (6) in cases where the whole specimen consists of one 
metal, the anodic and cathodic areas being determined by differences in oxygen- 
concentration, so that the problem of corrosion velocity resolves itself info a study oj 
the electrochemical factors which determine the strength of this current. Owing to 
polarization, the cathodic and anodic potentials tend to approach one another 
as the current flowing is increased. The strength of the current can never exceed 
the value which would cause the two potentials to meet. This sets a limiting value 
for the corrosion-rate under any particular conditions, which can never be exceeded, 
however low the resistance of the circuit is made ; the current-strength cannot be 
obtained by assuming a fixed value for the e.m.f. and dividing this by the resistance. 
There is an approximation to “ equipotential conditions ” at fairly high concentra¬ 
tions, but the anodic and cathodic potentials remain far apart in dil. soln., where, 
owing to the low sp. conductivity, an appreciable residual e.m.f. is needed to force 
even the small corrosion-current round the circuit. It is possible that in certain 
cases the part of the circuit between the anodic circuit and the anodic tiibulus may 
have an appreciable resistance ; this may occur, for instance, (1) when the primary 
skin has only occasional weak points (as on stainless steel), (2) if the anodic surface 
becomes covered with an undissolved layer of the anodic product (which may con¬ 
ceivably occur with ordinary iron or steel in cone. soln.). In most cases, the 
polarization which limits the corrosion-rate, occurs at the cathodic area, and is due 
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to limitations in the rate of oxygen-supph/. Cathodic polarization curves, under 
controlled conditions of oxygen-supply, have been traced for a number of metals. 
These curves end at high potentials in a horizontal branch which serves to indicate 
the law governing the ratio of anodic and cathodic areas. When corrosion starts 
at a weak point in the invisible film covering the surface of a metal, the area under¬ 
going attack extends (or contracts) until the cathodic current density on the part remaining 
unattacked is equal to the ''protective value'' ; the current flowing under these 
conditions will define the rate of corrosion. The protective value is the current 
density which will cause any incipient attack on a weak point within the area in 
question to lead to the precipitation of rust so close to the surface as to seal the defect. 

The rapid action of acid on commercial zinc is connected with the presence of 
impurities which exist as a separate phase ; a perfectly homogeneous metal, or a 
one-phase solid soln., may dissolve more slowly or more quickly than the pure metal. 
An impurity which exists as a separate phase will assist corrosion if it be nobler 
than the dominant metal and has a smaller overvoltage. Using a figure of 
speech, when two metals are in contact and conjointly exposed to chemical influence 
during long periods of time, one metal sacrifices itself to ensure the other's ])reser- 
vation. Actually, one metal acts as anode and the other metal as cathode. Thus, 
there may be a rapid local attack on iron railings fixed in position by lead where 
iron is the sacrificial metal. In the case of iron in aerated water, ferrous iron may 
at first dissolve leaving an equivalent amount of hydrogen as a polarizing film on 
the surface of the metal. Oxygen removes this layer. Hence, iron should dissolve 
faster when it is in contact with a more electronegative metal like platinum, for the 
hydrogen would preferably collect on the platinum plate rather than on the iron. 
6 . J. Burrows and C. E. Fawsitt ^2 found this to be the case. Thus, iron lost 0*218 
per cent, when alone and 0*399 per cent, when in contact with platinum for 17 days ; 
and respectively 0*286 and 0*504 during 35 days. 0. P. Watts and II. (\ Knapp 
cited an extraordinary case of a yacht constructed of the non-corroding monel 
metal, with a steel stem, keel, stern ])ost, and rudder-frame. Before the vessel 
had made a single voyage, the steel parts were nmdered us(‘less by corn^sion - the 
steel acted as anode, and the monel metal as cathode. On ships, st(‘(‘l is very liable 
to corrode in contact with brass, bronze, or other copper alloy. J. B. Jiartley 
reported that brass had the power to preserv(* cast aiul wrought iron from attack 
by sea-water, but E. Davy, and 0. F. Schbnbein doubted the statement, and 
R. Mallet said a more destructive practice than the use of this su])p(»sed pre.server 
can scarcely be conceived or more fatally apfdied. E. lleyn and (). Bauer observed 
that contact with brass had very little influence on the corrosion of cast iron. 
H. Davy in his paper on the j)rcservatioii of the co])pcr sheatliing of ship.s by using 
zinc as the sacrificial metal, stated that ca.st or wrought iron can be j)reserved })y 
using zinc or tin as sacrificial metals. H. Davy was wroiig with regard to tin, 
because A. van Beck, M. Meyer, G. J. Mulder, and E. Davy showed that iron acts 
as sacrificial metal and preserves tin, but zinc will preserve both iron, and tin. 
A. van Beck said that H. Davy was misled by observing that tin is positive to iron 
in atm. air, but the relations are reversed when the couple has been for half an liour 
in sea-water. In the tinning of iron, described by Pb Trubshaw, and P. P'lower the*, 
iron (sacrificial metal) is covered with a thin layer of tin. The iron is,protected 
from corrosion only so long as the tin coating remains intact; once the iron is 
exposed, rusting proceeds more quickly than if the tin were absent. P\ Ulzer showed 
that the tin surface usually breaks down at a number of isolated points, and not in 
continuous patches. This shows that the tin surface contaitis a number of pin¬ 
holes. M. F. von Wurstemberger discussed what he called the selective corrosion 
of metals ; the dissolution of iron in acids, and the rusting of iron in contact with 
other metals. A. Stansfield observed that in electrolytic iron, which is considered 
to be pure and homogeneous, local action may occur because of the different 
orientations of the atoms in different grains, so that even if the metal is homogeneous, 
local action can occur through differences in the crystals of the metals, and 
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differences in the concentration of the oxygen in different jiarts of the same 
metal. 

Anodic corrosion duo to local o.ni.f.— cjj. the corrosion of “tinned” iron—galvanic 
couiiles, and concentration (*ells wore discussed by 'r. Anrlreus, .1. Aston, R. Auerbach, 
(). Bauer and O. ^'ogel, (J. 1). Bengough and co-workers, L. H. Callendar, H. Cassel, 
M. Cent ncrszwor and M. Strauinanis, G. Chaudron, G. C. GlitTord, H. J. Donker and 
R. A. Dengg, J. W. Cobb, V. Bach, J. T. Corner, E. Cumberland, A. S. Cushman, H. E. Davies, 
1’. Debye, C. H. Desch, C. M. van Deventer, ,1. Eckell, U. R. Evans and co-workers, 
»1. Farquharson, R. H. Gaines, W. W. H. Gee, W. Guertler and B. Bluraenthal, H. H. Han¬ 
son and W. K. Lewis, E. S. Hedges and J. E. Myers, E. Heyn and (), Bauer, A. L. Hughes, 
W. E. Hughes, W. T’. .lorissen, K. Kieper, E. F. Kohrnan and N. IT. Sanborn, G. von Knorro, 
K. H. Lueck and II. 1'. Blair, A. L. McAulay and F. P. Bowden, R. .1. McKay, C. L. Mant^ll 
and W. G. King, IL Maurer, P. D. Merica, W. Palmaer, 1'. E. Porks, A. Phillip, 

F. H. Rhodes and hh B. .lohnson, W. Schmid, E. C. Sherman, J. W. Shipley, A. Sinclair, 
M. Strauinanis, A. "I\ Stuart, K. Stumper, G. ^’ammann and F. Ncubert, F. Todt, 
\V. H. J. Vernon, F. UIz<‘r, W. TI. Walker and co-workers, G. C. and M. C. Whipple, 
W. G. Whitman and (o-workers, and W. G. Whitman and B. Ik Russell. The increased 
(‘oiTOsion of iron by .si grogations was discussed by C. V. van Thnint, W. H. Walker, and 

G. R. Woodvdne and co-workers. The efTecf of gra}i}iite in cart iron on forrosion was 
discussed by O. Bauer and co-workers, U. R. Evans, Ik Kotzsclike and VI. Ikwowarsky, 
I'k Licbreicl) and W. Wicdorholt, H. Nipper and I'k ]kwow'nrsk\, W. Palmaer, d. W. Shiplej^ 
and 1. R. McHaflic, J^k N. Speller, R. Stumper, and A. 'J'biel and co-workors; the effect 
of slag and non-metal inehisions in iron, by (k Benedicks and H. Lofquist, H. le ('hatelier 
and B. Jiogitseli, .1. W. Cobb, C, H. Cbarics, H. J). Hibbard, (k K. Homer, E. F. Law, 
Ik Obcrlioffcr and co workers, }j. T. Jiicbardson, and R. S. Weston ; and gas inclusions, 
by O. Bauer, and M. Schromin. J. Walter, M. Rudolph, (). Gros*^, W. Bennett, and 
C. R. Evans attributed the corrosion of rivet-heads in boilers, and at discontinnities in 
metal coatings to (‘k>ct roly tic action. 

H. ])avy was right with respect to zinc, as was shown by E. Davy, W. H. Pepys, 
M. Meyer, the 1840 patent of S. Borel for “ zincking *’ or galvanizing iron with zinc, 
and tlie 1791 pat/cnt of (L le K. de Jeaucoiirt for preserving metals from rust by 
covering them with an alloy of zinc, bismuth and tin. The subject was discussed 
by W. If. Walker. G. von Knorre observed that iron in contact with the noble 
metals and alloys is strongly attacked, whereas in contact with zinc it becomes inert. 
The feasibility of zinc as a jirotector for iron ships has lieen discussed hy R. Mallet, 
and B. Bell ; and its use for ])rotecting boilers from acidic feed-water, by G. Richard¬ 
son, and W. Parker. 

G. Gallo, and others have sliown that the greater the difference of ])otential of 
iron and a soln. with wliich it is in contact, the more readily does rusting occur. 
O. Jhiiier and 0. A'ogel, and E, Ileyn and 0. lhaiier measured the electrochemical 
series of the metals in a 1 per cent. soln. of sodium chloride, at 18‘\ and found the 
approximate order: Mg, Mn, Zn, Fe, Cd, Al, Te, Pb, 8n, 8i, 8b, W, Gu, Bi, Mo, Ni, 
Ag, Hg, T(*, Gr, All, JH, ( 1 ; ^ind II. Diegel found the corrodibility of some 

metals iii sea-water to be: Zn, Al, Fe, 8n, Al and 8n bronzes, C^i, Phosphor- 
bronze-) . E. Davy found that iron in contact with copper in soln. of electrolytes 
is corroded, and tlio subject was studied by E. Davy, H. Diegel, 0. Bauer, and 
0. Vogel, H. Gassel, U. R. Evans, E. Heyn and 0. Bauer, (L von Knorre, and 
W. G. Whitman and R. P. Russell. O. Bauer and 0. Vogel found that iron in contact 
with silver is corroded, and similar results were obtained with iron in contact with 
goldy and the reaction was studied by W. 8. Landis. 0. Bauer and 0. Vogel observed 
that the iron is jirotectod when in contact with 7nag7iesiiim in soln. of electrolytes ; 
iron in contact with zi7}c is also protected, as was observed by 0. Bauer and 0. Vogel, 
W. R. Dunstan, U. R. Evans, (\ Lindet, M. Meyer, and W. II. Walker and co- 
workers. 0. Bauer and 0. Vogel, and IJ. R. Evans observed that iron is also pro¬ 
tected when in contact with cxidinium, 0. Bauer and 0. Vogel found that iron is 
incompletely protected when in contact wdth alwninunn. The reaction was studied 
hy A. T. Stuart, and H. Bauermeister. The rusting of iron in contact with tin 
is accelerated, and the reaction was .studied by 0. Bauer and 0. Vogel, U. R. Evans, 
R. H. Lueck and H. T. Blair, and M. Meyer—vtdc infra. O. Bauer and 0. Vogel, 
F. Ensslin and F. Buschendorf, U, R. Evans, and H. H. Hanson and W. K. Lewis 
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found that the corrosion of iron is accelerated when that metal is in contact with 
/md. O. Bauer and 0. Vogel also found that iron is more susceptible to corrosion 
when it is in contact with bismuth, R. Irvine reported that when wrought Iron is 
in contact with cast iron, the former metal is preferentially corroded. A. Schleicher 
and co-workers found that iron is attacked when in contact with passive wrought 
iron, rusty cast iron, clean wrought iron, passive cast iron, and clean cast iron, and 
this order is the order electrochemically. Oxidized iron is positive to clean iron. 
The subject was discussed by E. Heyn and 0. Bauer, and G. von Knorre. 0. Bauer 
and 0. Vogel found that the corrosion of iron is favoured by contact with nickel, 
and the reaction was studied by U. R. Evans, W. Schlotter, and 0. P. Watts and 
P. L. de Verter. A. Brocket and J. Petit found that the corrosion of iron is favoured 
by contact with platinum in soln. of potassium cyanide. Iron becomes ])assive in 
contact with platinum—luWc supra, the passive state of iron. 

The corrodibility of iron in contact with various alloys depends, as in the case 
of single metals, on the position of the alloy in the electrochemical series. 0. Bauer 
and 0. Vogel found that in a I per cent. soln. of sodium chloride, at 18", the e.m.f. 
after 120 hrs. ranges from —1*5 volts with magnesium-zinc alloys: —1-480 volts 
with magnesium-aluminium alloys ; —1*115 volts to —0-980 volt with magnesium- 
zinc-aluminium alloys ; —1-026 volts with zwc-aluminium-copper alloys ; —1-012 
volts with zinc-tin alloys ; —0*936 volt with zinc-aluminium alloys ; from —0-763 
to —0*577 volt with aluminium-copper alloys ; from —0*762 to —0*759 volt with 
cast iron; —0*744 volt with steel; —0-707 volt with -that is, 

Bi: Pb : Sn : Cd as 50 : 25 : 12-5 : 12*5 percentages by weight ; —0-581 volt with 
25 per cent, nickel-steel ; —0-483 volt with lead-antimony alloys ; from —0*418 to 
0-401 volt with tin-antimony-copper alloy ; with brass : 

Copper . . 40'4 48’4 51'9 70'2 77’8 92 3 per cent. 

K.m.f. . . -0-401 -0-359 - 0-322 -0-236 -0-212 -0-193 volt 

from —0-170 to —0*146 volt with tin-copper alloys ; —0*154 volt with phosphor- 
bronze —0*493 per cent, phosphorus and 5*69 per cent, of tin ; and --0*100 volt with 
nickel-copper alloy with 49*27 per cent, of copper. Observations were also made 
by 0. Bauer, G. von Knorre, G. C. Clifford, and O. P. Watts and II. C. Knapp. 
VV. P. Jorissen observed that the attack on iron with brass containing 33*4 per cent, 
of copper was less than with brass with 36*9 per cent, of copper. 

In connection with the corrosion of the iron by organic acids in fruit juices pre¬ 
served in “ tinned cans,” E. F, Kohman and N. H. Sanborn studied the electro¬ 
chemical relations of tin and iron. They found that at concentrations eq. to 0*75 
per cent, malic acid, tin is distinctly cathodic in acetic, inalonic, and succinic a(‘ids, 
only slightly cathodic in malic acid, and distinctly anodic to iron in citric acid. 
Addition of apple pomace to acetic, malonic, and succinic acids reverses the con¬ 
dition and the tin becomes anodic, a further protection to iron being also induced 
by the presence of tin in soln., which raises the cathodic polarization on iron. In 
hydrochloric and sulphuric acids of cone, ranging from 0*05 to 20 per cent., tin 
becomes increasingly more anodic to iron with increasing cone, of acid even when 
the metals are not in electrical contact, and corrosion of tin is very greatly increased 
with metallic contact, due to galvanic action. The potential conditions are in¬ 
fluenced chiefly by the H -ion cone, and negligibly by the conductivity of the soln. 
The results agree with those of commercial practice in which the more acid fruits 
produce little perforation of the container, although less acid fruits— e.g. black 
cherries, in the juice of which tin is only mildly anodic to iron—cannot be canned 
successfully because of the hazard of corrosion. The subject was discussed by 
C. L. Mantell, E. Nehring, P. and E. Nehring, 0. Carrasco and E. Sartori, 
A. Pellerin and E. I^iasausse, E. Giideman, E. P. Kohman and N. H. Sanborn, 
and T. N. Morris and J. M. Bryan. R. H. Lueck and H. T. Blair observed that 
ill approximately 0*2iV-soln. of various acids having p^ ranging from 0*81 to 2*98, 
iron dissolves with evolution of hydrogen but tin is unattacked, With an iron' 



IRON 


417 


tin couple, hydrogen is evolved but the rate of evolution is always less than that 
from uncoupled specimens of iron. With a citric-malic acid soln. of 
this protective action of tin on iron is exhibited when the soln. is aerated as 
well as when it is kept sat. with hydrogen or nitrogen. Corrosion is most rapid 
in the aerated soln., but in all cases it is the tin which dissolves more rapidly 
from the couple. Cadmium coupled with iron protects it to a similar extent, 
but the cadmium dissolves more rapidly than tin under the same conditions. 
As just indicated, the e.m.f. of cells of the type Fe | canned foods [ Sn shows that, 
although tin is definitely cathodic to iron on open circuit, on short-circuiting, 
the e.m.f. falls rapidly and changes sign, the tin becoming the anode. The removal 
of either electrode and exposing it to air gives it a more noble potential. With 
similar cells using iron and cadmium electrodes, the latter is always the anode and 
the e.m.f. changes very little on short-circuit; using tin and cadmium, cadmium is 
again always anodic, but the e.m.f. falls notably on a closed circuit and recovers 
gradually when the (‘ircuit is opened. In a diaphragm cell containing a ( itric-malic 
acid mixture buffered to with the iron electrode in a soln. sat. with oxygen 

or hydrogen, tlie tin electrode always becomes the anode whether the soln. into 
which it dipped is kept saturated with oxygen or with hydrogen or not treated with 
gases at all. But with no gas passed through th(‘ soln. around the iron, the tin is 
always cathodic if tlie soln. into which it dipped is kept sat. with oxygen or with 
hydrogen. The addition of hydrogen dioxide to the soln. around the tin also keeps 
it cathodic to the iron. These results are related to the high hydrogen overvoltage 
of tin compared with that of iron ; the tin becomes polarized and then hydrogen is 
more readily liberated at the iron. The abnormal tendency of canned fruits to 
cause the })erforation of the tin container is possibly due to the presence of mild 
oxidizing agents which cause the mi(Toscopic areas of exposed iron to become 
anodic to the surrounding tin. 

The speed of tlie reartion between iron and the ambient medium—say, a corrosive acid— 
is determined by the rate at whicli the him of liquid in contact with the metal is saturated, 
and on the rate at which the solute diffuse into the surrounding medium. This so-called 
diffusion theory of dissolution was studied by E. Bruner, L. Bruiif'r and St. Tolloczko, 
W. Nemst, A. A. Noyes and W. U. Whitney, W. Palmaer, W. G. Whitman and co-workers, 
and R. P. Russell and co-workers. 

W. R. Dunstan and J. R. Hill consider that when air and water alone fail to 
produce rusting, the iron has been mad<? passive by the process of purification, and 
that carbon dioxide destroys the passivity and inaugurates rusting. The normal 
rusting process is a result of the direct action of oxygen dissolved in water upon 
the iron—ferrous hydroxide is first formed and this subsequently oxidizes to the 
ferric condition. Substances in soln. which inhibit rusting are supposed to do so 
by making the iron passive—€.//. oxidizing agents like alkali chromates, dichromates, 
permanganates, iodates; and potassium sodium hydroxides, etc.— and some of 
tliese substances -e.g. potassium dichromate have found industrial application 
as anti-rusting agents. 

Iron of a high degree of purity was found ]>y H. Kreusler, A. Skrabal, 
A. Neuliurger, J. A. N. Friend, and B. Jiambert to lie comparatively inactive. 
Industrial iron is impure, and not physically homogeneous ; while natural water 
always contains electroI}"tes. Hence, local currents may be generated on the 
surface, and as a result the metal may bo dissolved in one place and give off 
hydrogen in another, so that tlie impurities act as centres of corrosion. The oxygen 
dissolved in the water acts as a depolarizer for the cathodic hydrogen. M. Centner- 
szwer and M. Straumanis demonstrated the existence of these local currents ; and 
P. Todt, that the corroding surface of iron consists of local elements of active and 
passive metal. E. Pietsch and co-workers observed that distilled water alone does 
not attack homogeneous surfaces of iron, but with heterogeneous surfaces rusting 
commences between the grains. 0. P. Watts found that a “ busy rail —that is, a 
VOL. xm. 2 E 
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rail in regular use -—is electropositive to an ** idle rail " anti so is less liable to rust. 
Similarly, cold-worked metal is electropositive to the unworked metal. 

In the case of iron and steel there may be many different phases—graphite, 
carbide, phosphide, oxide, sulphide, etc.— and the distribution of anodic and 
cathodic areas on the surface of the metal can be explored by the so-called ferroxyl 
indicator suggested by W. H. Walker and co-workers, and A. S. Cushman and 
H. A. Gardner. The soln. or jelly, containing potassium ferricyanide, and phenol- 
phthalein, becomes blue where the iron acts as an anode, and passes into soln. as a 
ferrous salt, while it becomes pink where the iron acts as cathode and alkali is 
liberated. The test was discussed by H. S. Rawdon, W. van W. Scholten, 

U. R, Evans, fi. Kyropoulos, J. W. Cobb, W. Blum and C. F. Thomas, and 

K. Pitschner. R. E. Wilson observed that the potassium ferricyanide in the 
indicator may act as oxidizing depolarizer when no sensible increase in the cone, of 
the OH'-ions occurs, and the cathode areas are then recognizable by the disappear¬ 
ance of the yellow colour of the ferricyanide. A. 8. Cushman described the pre¬ 
paration of the ferroxyl indicator as follows : 

A 1*5 per cent. soln. of agar-agar is first made by dissolving a weighed quantity of 
powdered agar-agar in the requisite amount of water. This soln. is boiled for 1 hr , 
fresh water being added to replace that lost by evaporation. It is then filtered while hot, 
and 2 e.e. of standard phenolphthalein indicator added to every 100 c.c. of soln., after 
which it is brought to a perfeetty neutral condition by titration with a O lA^-soln. of potas¬ 
sium liydroxido, or hydrochloric acid, as the case may be. The addition of 7 c.c. of a 1 per 
cent. soln. of potassium ferricyanide to every 100 c.c. of soln. is then made, and the ferroxyl 
reagent while still hot is ready to use. Enough of the reagent should bo poured into a dish 
just to cover the bottom and the dish floated in cold water until the agar-agar has jellied. 
A clean sample of iron is then placed on this bed of jelly and covered with the hot soln. 
After the final addition of agar-agar the dish should not be removed until thoroughly cooled. 
While the colours sometimes show up immediately, they usually require from 12 to 24 hrs. 
to attain their most perfect development. The mounts may be preserved for many 
months by keeping the surface of the agar-agar covered with alcohol. 

L. Aitchison observed that compact iron consists of crystals of ferrite, separated 
by an amorphous cement; the soln. press, of the cement must differ from that of 
the ferrite, so that when immersed in water, a difference of potential will be set up 
which must lead to corrosion. If the cement is positive to the ferrite, the cement 
will be corroded, and conversely. When steels are attacked by dil. acids, 
J. 0. Arnold and A. A. Read— vide sujrra, sulphuric acid—showed tliat the ferrite 
passes into soln. while the carbides are not attacked but remain in their original 
form. The irregularity in the composition of a piece of iron and steel produced by 
segregation, etc., was discussed by R. H. Gaines, J. W. Cobb, and W. Marriott; 
and the pitting produced by local galvanic action due to surface impurities — traces 
of cinder, slag, sulphide, oxide, etc.—by C. Bach, N. Barnaby, 0. Bauer, U. R. Evans, 
G. Gallo, B. Garre, W. W. H. Gee, E. Heyn and 0. Bauer, 8. Kyropoulos, 

V. B. Lewes, J. T. Milton and W. J. Larke, W. Palrnaer, W. Parker, H. F. Richards, 

L. T. Richardson, A. 8chleicher and G. Schultz, C. J. Smithells, R. Stumper, 

W. H. Walker and W. K. Lewis, G. C. and M. (I Whipple,-aiid W. H. White - 
infra. As emphasized by II. R. Evans, this does not necessarily mean that impure 
metals have a greater tendency to corrode than purer metals. 

R, Stumper found that the corrosion of iron is considerably increased when the 
metal is in contact with iron sulphide, and in the case of galvanic contact, the 
corrosion is more than twice as great. R. Mallet explained the greater corrosion 
of thin pieces of cast iron in sea-water by showing that thin castings cool more 
quickly and more irregularly than thick ones so that they are more likely to be less 
homogeneous. Consequently, when immersed in sea-water the number of local 
voltaic couples is proportionally increased, and the corrosion is thus augmented. 
The difference was most marked with grey, or graphitic, cast iron, and least marked 
with the white varieties. U. R. Evans observed that local electrol 3 rtic action may 
occur owing to the local abrasion of surface layers. Where the corrosion product 
is loose and flocculent, the abraded portion is often cathodic, and no local action 
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occurs, but wLcu the lilui is thin and highly protective, the abraded portion will 
be anodic, and corrosion on that part will be intensified. Similarly, local currents 
may be produced by the same metal, one part greased and one part not greased. 
G. A. Tomlinson discussed the corrosion of steel surfaces in contact. 

B. Martell, and W. Denny mentioned puzzling cases of corrosion which have 
occurred when old iron structures have been patched up with new material. Pliny, 
in the first century of our era, mentioned such a case in his Historia naturalis ( 88 . 43), 
for he said that the iron chain across the river Euphrates at Zeugma (Mesopotamia) 
was repaired by introducing new links, but the new links gathered rust under con¬ 
ditions where the remainder of the old links were free from rust. R. Mallet found 
that in sea-water, grey cast iron in contact with white cast iron corroded with the 
greater velocity, so that white cast iron was protected by the grey cast iron. 

T. Andrews found that the potential difference in volts between cast iron and 
wrought iron, in sea-water, is 0-030 volt in favour of cast iron for 233 days out of 
300, and during that time, the cast iron was less corrodible than wrought iron ; but 
the potential difference varies from day to day, so that in some cases the potential 
difference is reversed, and he found in one case the potential difference is —0-011 
volt, so that wrought iron having the higher potential was least attacked for 66 days 
out of 300. The adhesion of rust, and the heterogeneity of the metal are known to 
affect the difference of potential. E. Heyn and 0. Bauer also found that the 
contact of steel with cast iron reduced the corrosion of steel. Hence, the contact 
between steel and cast iron may augment corrosion and be a source of danger. 
J. A. N. Friend mentioned a serious accident in the Portsmouth Dockyard owing 
to the abnormally rapid corrosion of wrought iron in contact with cast iron. Errors 
may occur in experimental work when one metal plate is placed above another in 
the corroding liquid, for the one plate may prevent a certain amount of oxygen 
diffusing to the other plate, and thus reduce corrosion independently of any galvanic 
action. V.. B. Lewes mentioned a possible case of galvanic activity when plates of 
the same metal but at different temp, form couples; and T. Andrews, vide supra, 
when plates of strained and unstrained metal are in contact—the unstrained metal 
is electropositive to the strained metal. The galvanic action between different 
kinds of iron was discussed by J. Farquharson, H. Diegel, H. S. Munroe, W. Parker, 
A. Ledebur, A. Sang, H. M. Howe, etc. 

The galvanic activity between strained and unstrained pieces of the same iron 
was discussed by T. Andrews, W. M. Barr and R. W. Savidge, C. F. Burgess, 

U. R. Evans, C. Hambuechen, E. Heyn and 0. Bauer, K. Mandi, T. W. Richards 
and 6 . E. Behr, W. Spring, W. H. Walker and C. Dill, etc. — vide infra. F. Osmond 
and J. Werth found that the cold-worked metal dissolves faster than does the un¬ 
worked metal in salt soln. P. A. von Bonsdorff, C. F. Burgess, U. R. Evans, 
J. A. N. Friend, P. Goerens, H. Hanemann and C. Lind, W. Charpentier, E. Heyn, 
R. Kremann and R. Muller, D. J. McAdam, T. W. Richards and G. E. Behr, 
R. P. Russell and co-workers, and M. Werner made observations on this subject. 
According to B. Garre, the rate at which iron dissolves in dil. sulphuric acid increases 
directly with the number of twists to which the metal has been subjected, and the 
rate of di.ssolution of iron is greater after bending than before. H. S. Rawdon also 
noted that intercrystalline corrosion is favoured by high stresses. As indicated 
below, H. Endo observed that the loss by corrosion in dil. sulphuric acid is almost 
proportional to the amount of deformation by tensile stresses ; the loss also increased 
with torsion, and, in general, the attack is greatest where the twist is greatest; 
and the loss also increases with the load of compressive stresses. J. A. N. Friend 
found that, as a rule, unstressed iron corrodes more quickly than iron which has 
been deformed by stretching, twisting, or compression-Ande infra, corrosion fatigue. 
The slower the rusting of busy iron in comparison with idle iron— e.g. railway lines— 
was discussed by J. A. N. Friend, 0. Bauer, and A. S. Cushman and H. A. Gardner. 

A. C. Brown,0. Brown, and J. Aston and co-workers observed that iron coated 
with freshly-formed rust, which has had no chance to dry, is always anodic to the 
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bare metal, so that the rust pioiiiotes electrolytic effects equal to or surpassing those 
factors generally considered to be i>f marked importance. There is sometimes a 
reversal of the current between anodic rust and the cathodic metal. The change in 
the polarity of freshly-formed wet rust is attributed to unpreventable local action 
on relatively large electrode surfaces. Dry rust tends to reverse its initial cathodic 
character and to behave like fresh wet rust after varying periods of immersion. 
The reversal of the polarity in the drying of wet rust is attributed to a change in the 
degree of h^iiration, to the adsorption of gases from the atmosphere, or to the 
formation of an oxide or other compound of iron in contact with the metal surface. 
The effect of rust on the surface of the metal was discussed by J. Aston, 0. Bauer, 
E. L. ChappelL U. R. Evans, J. A. N. Friend, F. Goudrian, E. Heyn, 0. Krohnke, 
R. Kreraann and R. Muller, E. Maass and E. Liebreich, E. A. and L. T. Richardson, 
W. D. Richardson, A. Schleicher and G. Schultz, G. C. Schmidt, J. Spennrath, 
J. Stapenhorst, W. A. Tilden, W. H. Walker, G. (\ and M. (\ Whipple, and 
H. Wolbling. L. H. Callender showed that a boundary film solid, liquid, or gas- - 
tends to form on a metal whenever the film has a higher j)otential than the metal 
itself. E. L. Chappell, and T. Fujihara discussed the role of rust-films in the 
corrosion of metals. According to G. A. Tomlinson, the rusting which occurs when 
the two pieces of steel Ijhvc been rubbed together is not due to the crushing of the 
surfaces of contact and so producing minute particles of powder which oxidize 
rapidly, but he considers that the phenomenon is a result of molecular cohesion 
produced by pressure. 

J. Aston showed that the reason wet rust promotes further rusting is not due to 
its acting as a cathode, but rather because it acts as a diaphragm the same as the 
interposition of wet cloth, or filter paper between two metals. J. Aston said : 


The underlying feature appears to be tlio relative access of oxygen to tlio surface of 
tlio electrodes. The electrolyte (moisture) must roacli both ; then that to winch oxygen 
has the more free a< ce^s becomes the catliode, and the other is the anode. If two bare iron 
electrodes are separated by a partition of porous earthenwai‘ 0 , iiarchinent, etc., either may 
be made the cathode by bubbling air into this compartment, and not into the other. Wet 
rust or similar coating upon one electrode i>lays the role of a diaphragm permeable to the 
moisture, but preventing or slowing down the oxygen penetration. Anodic soln. of the 
underlying iron results, with oxidation and precipitation as greenish ferrous hydroxide. 
This colloid, migrating outwards under tlie directive influence of the current, is in turn 
oxidized to ferric hydroxide nearer to the exposed surface of the rusted anode. The effect 
of rust and oxygen is well illustrated by local rusting of an iron sheet which has air bubblmg 

up one strip or zone. Contrary 
to general expectation, the zone 
supplied with air remains clear, 
whilst the adjoining parts are 
anodic and become coated with 
rust. 



Fig. 3G3. —Inilinl Kates of Corrosion of Ordinary and 
Alloy Steels. 


According to H. O. For¬ 
rest and co-workers, the cor¬ 
rosion of iron and other 
metals in, say, aerated watei 
is attended by the fornvation 
of more or less jirotective 
films of hydrated oxide on 
the surface of tin* metal. Tlic 
metals which are usually con¬ 
sidered to resist corrosion, 
like ordinary iron and steel, 
are initially attacked in a 


similar manner, but so-called resistors of corrosion form a very resistant and 
protective surface film. The differences in the resistance of, say, ordinary mild 
steel and stainless steel is attributed solely to differences in the physical and 
mechanical properties of the films. Fig. 363 represents the rates of attack of 
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these steels expressed in terms.of the rates at wliieli oxygen is consmued in c.c. 
per sq. dm. Corrosion starts in all cases but ends very quickly as the protective 
film is formed. This is shown by the flattenings of the curve corresponding with 
zero corrosion. The curve for the low-carbon steels begins to flatten after a longer 
period of time, but the film is here not so resistant as in the case of the two alloy 
steels. , 

In 1836, E. Marianini found that momentary currents can be produced between 
two zinc electrodes immersed in water, simply by lifting one of them into the air 
and replacing it; and E. Warburg, and W. Kistiakowsky showed that an electrical 
current may be generated by variations in the cone, of the oxygen in the soln., 
and by variations in the cone, of the salts in soln. in contact with different parts 
of the metal. U. R. Evans made a special study of the electrical currents set 
up by the differential aeration of metals. In what he called the key experiment, 
a cell was made with two sheets of the same iron as electrodes; one of which 
was placed in a porous cell of parchment; the electrolyte was () r)iV“K(d ; the 
electrodes were connected with a milliammeter. Air was bubbled against the iron 
plate in the outer compartment. The milliammeter then showed that the 
aerated electrode was the positive pole or cathode, and the unaerated electrode 
was the negative pole or anode ; the current was provided by the consump¬ 
tion of metal from the unaerated electrode, since the unaerated electrode loses 
more weight than the aerated electrode. If the current be tapped from a plate 
of metal immersed vertically in a soln. of potassium chloride exposed to air, a 
current flows between the upper aerated 

zone at the top, and the unaerated portion Formdtfon 

below. The general results indicate that 
the corrosion of metals like iron, zinc, 
and lead by a soln. of a salt like sodium 
chloride is an electrochemical proc( 5 ss ; 
for it involves (i) the production of an 
electric current; (ii) the production of a 
soluble metal salt—ferrous chloride- at 



the anodic or unaerated places ; (iii) the Fig. 304.—Vortical Section illustrating the 
production of sodium hydroxide at the Coworioh of Iron by a Drop of a Solution 
cathodic or aerated places ; and (iv) the ® ® 

precipitation of an insoluble hydroxide—c.< 7 , ferrous hydroxide—where the pro¬ 
ducts from the cathodic and anodic zones meet. The white ferrous hydroxide 


darkens rapidly, and it may appear green on the lower surface and brown on the 
upper surface. This is illustrated by U. R. Evans’ study of the corrosion of a dry 
horizontal sheet of polished iron by a drop of a soln. of sodium chloride resting 
oil it. After some minutes, a precipitate of ferrous hydroxide begins to appear, 
not at the edge, but in a circle running round the drop a short way within the 
margin—Fig. 364. The precipitate is at first white, and after a time it becomes 
brown, and extends as a membrane until it passes over the top of the drop. A 
sample of liquid taken from the clear outer ring is strongly alkaline, and free 
from iron salts, while a sample abstracted from the interior, by means of a fine 
capillary tube, contains ferrous chloride but no free alkali. Oxygen is more 
easily renewed at the edge than near the centre of the drop, so that metal 
under the outer rim of the drop acts as cathode and alkali hydroxide is formed, 
whereas in the interior unaerated portion the metal suffers anodic attack and 
ferrous chloride is formed. Along the surface of contact of the alkali hydroxide 
and ferrous chloride soln., a ring of white ferrous hydroxide is formed, which by 
further oxidation changes to rust-brown hydrated ferric oxide. Corrosion occurs 
only in the central portion of the drop. Hence, U. R. Evans concluded that 
corrosion is likely to persist most readily in places wdiere oxygen has least access, 
provided the inaccessible places arc not far removed from places to wrhich oxygen 
can freely penetrate. He illustrated the principle of different ini aeration by the 
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case of a minute cavity in a plate of metal immersed horizontally just helow the 
surface of a soln, of sodium chloride. Oxygen will not be so quickly supplied to 
the liquid within the cavity as it is to liquid over the plane surface of the metal. 
Hence, the metal about the cavity becomes anodic, and the aerated portion outside 
becomes cathodic. The phenomena occurring in the case of the drop are repeated 

under another guise—^Fig. 365. The 
general result is that the corrosion is 
concentrated upon a small anodic area 
within the cavity, and pitting results. 
Tlie drop method of studying cor¬ 
rosion was employed by U. R. Evahs, 
T. Fujihara, and T. S. Fuller; and the 
]>rinciple of differential aeration was 
discussed by E. Maass and E. Lie- 
breich, E. Herzog and G. Chaudron, 
F. Todt, E. Liebreich, D. W. Smith 
ajid R. F. Mehl, and H. Cassel and 
T Erdey-Gruz. 

A. Payen noted the localized oxi- 
The corrosion of iron is thus due to 
the formation of local oxygen concentration cells. The amount of corrosion 
depends on the supply of the corroding agent to the cathodic areas where it' 
acts as a depolarizer, but the metal is attacked in the anodic areas. At the 
cathodic surface, 6H' f l*5O2=3H2O+60; at the anodic surface, 2Fe+40H' 
=2Fe(OH)2+4© ; and in the corrosion product, 2 Fe(OH) 2 + 2 HO'=^ 2 Fe(OH )3 
-f 2©, the resultant reaction being 3H20+l-502+2Fe=2Fef0H)3. The theory 
was discussed by R. E. Wilson, J. Aston, R. J. McKay, W. G. Whitman and 
co-workers, and F. N. Speller. The localized forms of corrosion known as pitting 
and perforation are usually the most serious forms of corrosion. Many pounds 
of iron might be lost by a boiler through uniform surface corrosion without 
any particular harm, but a small proportion lost by pitting might perforate the 
plate; or, as A. S. Cushman expresses it, just as a chain is no stronger than its 
weakest link, so also a piece of iron in service may be ruined and discarded even 
if more than 99 per cent, of its mass and surface is still in good condition. The 
subject was discussed by J. R. Baylis, C. Benedicks, 8. C. Britton and U. R. Evans, 
E. Englesson, U. R. Evans and V. W. Borgmann, J. A. N. Friend, G. N. Huntley, 
E. Liebreich, G. Mehrtens, J. Mitchell, E. Pietsch and E. Josephy, G. Schikorr, 
E. H. Schulz, A. Thiel and W. Ernst, W. Thomson, F. Todt, G. 0. and M. C. Whipple, 
A. Winstanley, and F. Wurtzemberger. I). F. Calhane and A. L. Gammage found 
that a small proportion of iron in nickel plates forms with nickel a series of galvanic 
couples, and these after long exposure to the atmosphere cause rusting. 

J. T. Milton and W. J. Larke,^^ and 8. Rachwal noted that iron with a hetero¬ 
geneous structure is more prone to corrosion than when the structure is more homo¬ 
geneous. C. Fremont and F. Osmond discussed corrosion along Hartmann’s and 
Luder’s lines —vide supra. The annealing of cold-worked iron makes it less cor¬ 
rodible, and, according to E. Heyn and 0, Bauer, the influence is perceptible even 
when the metal has been heated to 100'’. The subject was discussed by H. Altpeter, 
M. Delbart, P. Goerens, H. Haneraann and C. Lind, and J. H. Whiteley and co¬ 
workers. C. Chappell found that querudied steel is more corrodible than steel which 
has been quenched and then annealed, and that the effect depends on the temp, 
of corrosion; J. Driesen observed a maximum between 350® and 400®, and a 
minimum between 100® and 200®. The subject was discussed by V. Duffek, 
H. Endo, W. Koster, and 8. Whyte. 

Observations on the effect of grain-size on the corrosion of metals are often com¬ 
plicated by the simultaneous presence of other factors, so that the evidence is some¬ 
times conflicting. P. T. Bruhl, and 8. W. Smith considered that a small grain-size 
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Fia. 365.—^Vertical Section illustrating the 
Formation of a Couple of Pits in Iron im¬ 
mersed m a Solution of Sodium Chloride. 


dation at what he called oxidized points. 
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favoured the attack. J. P. 8parrow, S. Whyte, W. H. J. Vernon, and N. S. Kur- 
nakoff and A. N. Achnasaroff said that a fine structure resists attack better than 
does a coarse structure ; R. J. Anderson and co-workers, and G. D. Bengough 
and R. May added that whilst the effect of the grain-size is small, corrosion is 
less with a small grain-size than with a large one; and J. H. Whiteley and 
A. F. Hallimond could detect no difference in the reaction curves of annealed iron 
having widely different grain-size 
with nitric acid. Observations on 
the subject were made by H. Hane- 
mann and C. Lind, W. R. Fleming, 

R. G. Guthrie, C. Irresberger, G. Ritt- 
ler, A. Schleicher, G. Schleicher, 

G. Schumann, and S. Whyte. Some 
of the results of C. Chappell with 
sea-water for 116 days are sum¬ 
marized in Fig. 366 —vide infra. The 
preferential corrosion between the 
crystals —intercrystalline corrosion — 
was studied by H. S. Rawdon, 

D. Hanson, and J. A. Jones. 

L. Aitchison concluded that the 
twinning of the crystals is likely to hasten the corrosion of any metal showing a 
tendency to be attacked. 

K. Arndt IS showed that the physical condition of the exposed surface is an 
important factor affecting its corrodibility. R. Pfliicker emphasized the favourable 
influence of polishing on the resistance to rusting; and U. R. Evans, the unfavour¬ 
able influence of surface abrasion. A highly polished surface is less liable to 
corrode than a rough-filed, more or less porous mass. The latter will rust under 
conditions where the former will remain bright, because moisture may condense 
in the interstices of the rough surface, and evaporate slowly. So also are the 
coarser grained varieties of cast iron more corrodible than the finer grained varieties. 
The interstices between the strands of a wire cable behave as pores, and allowing 
condensed water to lodge therein greatly accelerate the speed of corrosion, so that, 
as M. T. Murray showed, a cable may appear outwardly sound and strong, and 
be internally rotten. 0. Bauer discussed the influence of blobs and pores in the 
metal on rusting; and H. S. Rawdon, etc .—vide supra —the intercrystalline 
corrosion of metals. Observations on the influence of surface conditions on cor¬ 
rosion were made by L. Aitchison, G. D. Bengough and co-workers, L. H. Callender, 
U. R. Evans, il E. Fawsitt, W. Fraenkel and G. Tammann, B. Garre, P. Goerens, 

H. Hauschild, E. Liebreich, E. Liebreich and F. Spitzer, L. R. Luce, E. Newbery, 
W. Rosenhain and co-workers, G. M. Schwab and E. Pietsch, G. Tammann, 
H. S. Taylor, W. H. J. Vernon, and G. Walpert; the intercrystalline corrosion 
of metals was studied by H. S. Rawdon; and observations on the surface 
phenomena, by U. R. Evans, H. Euler, W. H. Hatfield, I. Langmuir, C. Marangoni 
and P. Stefanelli, D. Ruff, B. D. Saklatwalla, and G. A. Tomlinson. The 
favourable effect of the skin produced during the casting of the metal in resisting 
the corrosion of cast iron was noted by H. G. Haase; and the unfavourable 
influence of spheroids of cementite in the rim, by R. G. Guthrie. J. Wulff 
found that the form of the test-piece has an influence on the corrosion; and 
A. M. Portevin found that the attack is dependent on the curvature of the 
surface. 

The porosity of metals has been long recognized. In 1620, Francis Bacon, 
in his Novum organum (London, 2. 45, 1620), demonstrated the porosity of lead 
by compressing water in a hermetically sealed vessel until “ the water, impatient 
of further pressure, exuded through the solid lead like a fine dew ; and in 1667, 
the Accademia del Cimento reported, in the Saggi di naturali esperienze (Firenze. 



Fig. 366.—The Effect of Heat-treatment on 
the Corrosion of Iron. 
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;,nli«r rpsnlt witJi ifoJd. At the beginning of last century, F. CJeiuent 
J667), fi siiiuiar re. „ji„aer of cast iron within a copper cylinder and filled 

tS eTnt" i-tin. On cooling, some of the tin had squeezed 
through the cast fron, and appeared like a fine, filamentous wool Im.ng the mtenor. 
B. H. Amagat ob.served a similar result with mercurj vide iron amalgams, 
P. W. Bridgman found that when mercury is pressed on to tiie surface of steel, 
some mercury penetrated the pores of the steel, and made it rotten, owing to the 
formation of an iron amalgam J- Smitlison observed that tin could be 

forced by pressure through cast iron. The penetration occurred only when the 
strain was expansive and thus tended to open the pores; a compressive strain, 
such as that caused by pressing on the outside of a steel ball, closed the pores and 
prevented penetration. During the ocean survey, by the officers of the United 
States Navy, it was observed that thick, hollow, glass balls, sunk to great depths 
in the ocean for an hour or two, became more or less filled with water. No cracks 
or breakages could be detected microscopically, and the inference made was that 
water had been forced by the enormous ocean press.—5 to 6 tons per sq. in.- - 
through the pores of the glass. This will prove to be a very important fact if it 
be confirmed. A. Jouve has also observed the permeation of sulphuric acid in 
the pores of vessels of cast iron with a high proportion of silicon ; whilst G. Tam- 
mami and H. Bredemeier forced by press, a soln. of dye into the interior of specimens 
of metal; and M. Juncker proposed to reduce the corrodibility of cast iron by 
forcing under press, linseed oil into its pores. Observations on the porosity of 
metals were also made by J. Dewrance, U. R. Plvans, J. A. N. Friend, W. H. Perkins, 
E. Piwowarsky and H. Esser, and W. M. Thornton— vidr si/pra, the sp. gr. of iron. 
B. Garre discussed the pores formed when the metal is twisted or bent. 

The capillary channels, discussed by L. Guillet and co-workers, are thought 
to follow the edges of the original crystal grains infra^ surface oxidation, 
U. R. Evans considered that the corrosion in capillaries is also due to differential 
aeration, and not to capillary action assumed by L. McCulloch. In cast metals, 
therefore, as pointed out by U. R. Evans, the corrosion in cavities will tend to dig 
downwards into the metal and enlarge the cavities, producing pitting, sponginess, 
and penetration; while in worked metals, corrosion will t-end to pass below the 
surface layer in a direct parallel to the surface, enlarging the original capillary 
channels, causing the surface layer to peel off in flakes, or rise in blisters, or split 
into flakes and appear rotten. As observed by C. Chappell, and others -vide 
sujyra —cavities are also likely to occur where the iron contains inclusions of slag, 
scoria, etc., so that corrosion is often found to penetrate deeply around the edges 
of inclusions, and to follow slag lines in the metal. W. H. J. Vernon emphasized 
the effect of atm, dust in favouring the corrosion of iron exjiosed to the atmo¬ 
sphere. Unfiltered air produced rusting under eonditions where polished plates 
remained bright in air filtered through cot ton-wool. Here, the speck of dust 
may lead to the retention of a film of moisture between the grain of dust and the 
underlying metal, and the conditions will tlien be established for the anodic cor¬ 
rosion described by U. R. Evans. Wlien the rust is produced as a precipitate, 
well away from the metal, and afterwards settles on the metal, it forms a flocciilent 
layer with no great adhesive power; and, as E. L. Chappell showed, when the 
whole surface is completely covered, it will act as a protector by hindering the 
diffusion of oxygen to the metal. ' 

The effect of oxygen in corrosion has been treated from one point of view in 
connection with the action of aerated water ; and the subject has been also discussed 
by W. D. Bancroft, J. M. Bryan, G. Chaudron, G. L. Cox and B. E. Roetheli, 
W. H. Creutzfeldt, W. R. Dunstan and J. R. Hill, H. Endo and S. Kanazawa, 

U. R. Evans and co-workers, H, 0, Forrest and co-workers, E. C. Groesbeck and 
1 j. j. Waldron, J. (h Hudson, K. Inamura, B. Lambert and J. C. Thomson, 

A. R. Lee, A. L. McAulay and F. P. Bowden, J. McBride, T, N. Morris, (h Moureau 
and C. Dufraisfee, E. Naumaiin, G. i’aris, W. H. Patterson, J. G. A. Rhodin, 
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W. D. Richardson, B. E. Roetheli and co-workers, J. Rotlie and F. W. Hindriclisen, 
a. Schikorr, C. F. Schonbein, F. N. 8i)eller, G. Tammann and W. Koster, F. Todt] 
W. H. J. Vernon, W. H. Walker, W. K. Weller, W. G. WhitTtian and R. V. Russell, 
W. R. Whitney, and H. Wolbling—vide mfra. G. Paris, E. Naumaun, and 
J. W. Cobb and 6. Uougill attributed the extensive rusting in hot-water-pipe 
systems to the oxygen dissolved in the water. W. A. Bradbury found that the 
corrosive effects of water are due to the dissolved air and carbon dioxide, and 
that magnesium chloride alone, usually represented as acling MgCl 2 +Fe+ 2 H 20 
=Mg(OH) 2 FeCl 2 -fH 2 , does not so act at atm. press, when cold or hot. The 
prevention of the corrosion of hot-water pipes by de-aeration of the water was 
discussed by F. N. Speller, C. R. Texter, J. R. Baylis, 0. Krbhnke, and F. Meyer. 

When a plate is immersed horizontally below the surface of a soln. of sodium 
chloride, lines, spots and rings of the hydrated oxide appear on the surface ; these 
are formed about the openings of the pores; in time, the centres of the rings fill 
in, humps of hydrated oxide extend over the pore o])enings, and the llocculent 
rust spreads irregularly until the whole surface is ( overed. The blanket of hydrated 
oxide shields the metal from oxygen, and the whole surface will become anodic, 
but the corrosion will be slow, since the presence of oxygen is not needed at the 
anodic portions, yet access of oxygen is necessary at the cathodic areas. If the 
blanket of hydrated oxide is removed from part of the surface by movements of 
the liquid, slow corrosion will continue over the blanketed portion. On the lower 
surface of the plate the removal of the hydrated oxide may occur ])y sedimentation, 
so that blanketing does not occur, and corrosion continues in the pores. With 
plates placed vertically in the liquid, there is the tendency of the hydrated oxide 
to spread downwards from each pit, and the fact that the upper portions are more 
accessible to oxygen than the lower portions. The lower, less aerated part is 
therefore anodic to the upper, aerated portion. The lower portion is therefore 
corroded first, while the upper })ortion, near the level of the soln., remains clear. 
The corrosion may begin in pits or cavities, forming what A. Paycn called les tuber- 
cules ferrugineaux, and extending downwards, developing into streamers, or, as 
A. Payen called them, les former vermiculaires, F. H. Rhodes and E. B. Johnson 
found that in the case of a municipal gas-holder, the attack occurred along a 
horizontal zone between 4 in. and 3 ft. below the level of the sealing water. There 
was no evidence of attack at or just below the water-level. In this case the reducing 
action of the coal-gas may have helped to lessen the oxygen concentration of the 
parts below the surface of the water. In some cases, the aerated, cathodic zone 
may resist corrosion for a time, even wdien the distribution of the oxygen has 
become uniform ; and U. R. Evans attributed this to the formation of a film of 
oxide which is more protective than a film formed by exposure to dry air. This 
film of oxide may become thick enough to give interference tints. 

According to J. R. Baylis, tuberculous deposits form an impervious coating 
where soluble iron from the interior comes into contact with dissolved oxygen. 
If the water lias -8*5 the iron forms an impervious coating of crystalline iron 
oxide in a few months. Pits are often found under tubercles, and negative ions, 
such as sulphate and chloride ions, are concentrated in these : the overlying 
tubercles may contain over 1 per cent, of these salts. A. L. McAulay and 
F. P. Bowden measured the potential between metal and liquid at different parts 
of a surface both during corrosion, and afterwards when removed from the liquid. 
The value on the cathodic zone varied slightly from that on the anodic zone. 
Using 0-1 A-NaCl, against a normal calomel electrode, the anodic portion near the 
bottom had a potential of —0-520 volt, and near the water-line of the cathodic 
portion, —0-380 volt. 

Iron is less quickly attacked by distilled water than it is by a soln. of potassium 
chloride, sulphate, or nitrate ; and with water, the dirtn t ]>roduct of anodic cor¬ 
rosion is ferrous hvdroxide, which is sparingly soluble in water. The corrosion 
of the metal by a dro]) of distilled water follows very much the course of that 
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illustrated by Fig. 364; but with water distinctly alkaline, where the solubility 
of ferrous hydroxide is greatly reduced, U. R. Evans showed that an insoluble, 
protective film will be produced which will grow until the potential of the parts 
inaccessible to oxygen approaches the value of the aerated part, the current will 
cease to flow, and,corrosion will cease. This agrees with the general observation 
that iron immersed in alkaline liquids containing oxygen usually remains bright, 
and passive. 

Some factors infiaeneing the rate of corrosion. —Although in the local anodic 
corrosion of iron, access of oxygen where the actual corrosion occurs is not necessary, 
yet oxygen must be present at the cathode portions to act as depolarizer. Hence, 
considering the whole system, the attack on the metal is 
dependent on the proportion of dissolved oxygen ; and if the 
proportion of dissolved oxygen in the water could be reduced 
the rate of corrosion would be reduced. C. Chappell found 
that for low-carbon steels, the amount of corrosion is pro¬ 
portional to the time of immersion. With respect to the 
velocity of corrosion, except for very short intervals of time, 
the extent of the corrosion is not proportional to the time of 
exposure to the corroding influence. These results, however, 
were not obtained with one piece of metal, but rather by the 
use of a series of plates which vrere all corroding at the same 
rate. J. A. N. Friend, therefore, measured the absorption of 
oxygen by a piece of rusting iron, and obtained the results shown in Fig. 367, where 
the slope of the curve at any given time measures the velocity of the reaction. The 
attack is more rapid in the early stages of rusting; and as the time of exposure 
is more prolonged, the rate decreases and becomes more nearly proportional to 

the time. Here, the metal was fairly pure, and 
the experimental conditions constant, but under 
working conditions, this is not the case ; and, 
as emphasized by G. Schumann, the problem is 
rather complex. According to I. D. van Giessen, 
open, steel equalizing tanks in waterworks are 
subject to severe corrosive conditions, since the 
top layer of water rarely changes, there being but 
a single bottom connection; the effect is worst 
on the inside portion facing the south, as this 
receives the full heat of the sun, and is besides 
alternately wet and dry. 0. Krohnke, and K. Arndt found that cast iron at 
first corrodes as rapidly as steel, but afterwards it resists corrosion far better than 
the other metals. This is in accord with general experience. Tlie following are 
K. Arndt’s data: 



Normdlity of KCl solution 


Fig. 368.—The Rate of Corrosion 
of Steel in Solutions of Potas¬ 
sium Chloride. 



Fio. 367.—The Ab¬ 
sorption of Oxy¬ 
gen by Busting 
Iron. 


Time . 

Oxygen 

absorbcnl 



1 

3 

5 

10 

20 

30 

43 days 

1 Cajst ii’oii 

13 

24 

30 

46 

69 

73 

95 r.f. 

1 Mild steel 

13 

32 

46 

63 

108 

156 

213 „ 

I Weldless tube. 

5 

8 

30 

109 

198 

293 

389 „ 


G. D. Bengough and co-workers compared the rate of absorption of oxygen 
and the total corrosion of steel with a soln. of potassium chloride of different con¬ 
centrations, and the results are summarized in Fig. 368. 

Water from mountain streams in showery districts was found by F. »J. Rowan 
to be highly oxygenated, and to be particularly corrosive; and R. Mallet made 
a similar observation with respect to the corrosive power of rain-water. E. Heyn 
and 0. Bauer found that the relative corrosion of three plates of the same metal 
immersed in distilled water, in water in which a block of charcoal was suspended, 
and in water with powdered wood charcoal sprinkled on the surface, was respec¬ 
tively as 100 : 68 : 20. The charcoal acted by reducing the supply of oxygen to 
the metal. According to J. A. N. Friend, corrosion is not proj)ortional to the area 
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of the exposed surface, because once corrosion has started, oxygen may be absorbed 
more rapidly than can be supplied to the metal by mere diffusion through the 
water; and the rate of corrosion will bear some relation to the exposed surface 
area of the metal, because the supply of oxygen to the metal is determined by the 
rate of diffusion of the oxygen, and this is determined by the area of the surface 
to which the oxygen has access. Similarly, also a film of oil on the surface of water 
helps to reduce the supply of oxygen to the metal; the extent of the protection 
is determined by the rate at which the oil can absorb oxygen from the air, and 
deliver it to the water beneath. R. Mallet showed that thick iron plates corrode 
less rapidly than thin plates ; and A. S. Cushman, that doubling the thickness of 
a plate usually more than doubles its life. W. H. J. Vernon observed that the 
rate of corrosion of copper was affected by the area but not by the thickness of 
the plates. 

R. Mallet showed that the depth to which an iron plate is immersed in still 
water will greatly influence its rate of corrosion, because once the oxygen in the 
vicinity of the plate is used up, the plate is dependent for further supplies on the 
rate at which oxygen can diffuse downwards from the surface; and this will be 
slower the greater the depth of the submerged iron. E. Heyn, and E. Heyn and 
0. Bauer also found the following losses due to corrosion with iron plates immersed 
in still water : 


Time ... 8 

( 5 cm. . . 0-0268 

Deptli 28 cm. . . 0 0244 

(50 cm. . . 0-0206 


16 22 29 days 

0-0480 0-0731 0-0783 

0-0450 0-0628 0-0766 

0-0364 0-0606 0-0788 


As the time of exposure increases, the difference in the rates of corrosion at various 
depths becomes less marked. This was attributed to the slow reduction of the 
rust by the iron at the lower depths : Fe+Fe 203 -— 3 Fe 0 , in accord with the fact 
that the proportion of ferrous oxide at the greater depths was larger. In air, the 
partial press, of the oxygen has little influence on the rate of corrosion, because 
the surface of the metal is being continually swept by fresh gas. The case is different 
in deep wells where the temp, is more uniform, and the access of fresh air is more 
difficult. The rate of corrosion of iron submerged in water is dependent on the 
solubility of the oxygen in water, and this is largely dependent on the partial 
press, of the gas. Hence, W. H. Walker and co-workers found the following losses 
due to rusting of iron submerged in water with variable percentages of oxygen in 
the atmosphere above : 

Oxvgen . . . IS-2 21-S 28-0 64-5 72 J 97-0 per rent. 

Loss by corroHioii . 0-()l8 0-021 0-031 0-057 0 0r4 0-086 

The action of oxygen on corrosion by water was discussed by J. W. Shipley 
and co-workers, F. Todt, W. (t. Whitman and co-workers, Gr. Bresch, W. van 
W. Scholten, J. N. J). Heenan, U. R. Evans, W. R. Whitney, M. Traube, E. Heyn 
and co-workers, W. H. Walker and co-workers, J. Spennrath, V. Duffek, 
A. L. McAulay and F. P. Bowden, J. Tillmans and co-workers, J. W. Cobb 
and G. Dougiil, J. R. Baylis, J. A. N. Friend, G. N. Huntley, G. D. Bengough 
and co-workers, and E. Liebreich. G. Schikorr found that the rate of corrosion 
in watier with the oxygen gas under press, between 0*2 and 5*0 atm. showed a 
maximum at about 1 atm. press. L. E. Jackson observed a rapid corrosion of iron 
in a refrigerator plant due to the high oxygen-content of the cold water. 

When water is in motion, it will usually contain a high proportion of oxygen 
provided it is shallow, and the atmosphere has free access to its surface. 
M. B. Jamieson found that the corrosion in street water-mains is proportional 
to the amount of water passing through them. E. Heyn and 0. Bauer found that 
a gentle flow of the water increases the corrosion 8-fold ; ))ut with still higher 
velocities, the corrosion is less. Thus : 
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Cast ,• 

iCorroaion loss 


Stool 


I V^elocify 
♦ Corrosion loss 


0 

ooaso 0*2971 

0 15 

005(>(> 01357 


30 240 litreti per hr, 

0*2912 0-1470 grm. 

50 350 litres per hr. 

0*0820 0*0377 grrn. 


J. A. N. Friend employed still higher velocities. The following results were obtained 
by exposing for 22 to 25 hrs. iron foil 3x0-5 sq. cm. in area, and approximately 
0*35 grm. in weight—to water with a velocity V ft. per hr. ; the loss in weight is 
expressed in mgrms.-«per hour : 


F 

Loss 


0 

0*082 


540 

0*188 


570 

0*177 


4200 

0054 


0000 

0*020 


13,000 

0*032 


llUBt 


Streams Traces of 

of rust rust 


30,000 

0034 

No rust 


It is assumed that the resistance to corrosion in water at a high velocity is due 
to the water sweeping away some catalyst which assists the metal to corrode ; 
and that without this catalyst the metal dissolves as postulated by tlie ionic 
theory, with such a small velocity that it is almost passive. The catalyst, said 

J. A. N. Friend, is supposed to be the hydrosol 
of ferrous oxide. R. F. Passano and F. R. Nagley 
studied the subject. 

J. Aston, R. J. McKay, U. R. Evans, and 
H. Endo and S. Kanazawa showed that when 
iron rusts under water, the area to whit;h oxygen 
has the freer access becomes cathodic, and the 
areas shielded from oxygen become anodic. The 
})resence of dissolved oxygen was shown by 
R. Adie, .f. Aston, W. J). Bancroft, A. S. Cush¬ 
man, H. Endo and A. Kanazawa, U. R. Evans, 
M. M. Hall, K. Inaniura, H. A. 1). Jowett and 
E. Colliding, R. J. McKay, R. Mallet, J. W. Ship- 
ley and I. R. McHaffie, W. G. Whitman and 
R. P. Russell, W. H. Walker and co-workers, 
and W. R. Whitney- vide supra to favour the 
corrosion of iron, and the rate of corrosion is favoured by agitation as indicated 
with O-lA-KCl with a soln. at rest, and a soln. aerated by stirring. The results 
of H. Endo and S. Kanazawa with soln. of various salts and acids expressed in 
terms of the ratio— corrosion ratio— of the losses in weight of a specimen when the 
soln. is aerated by a current of oxygen, and by a current of hydrogen, 



Fig. 369.—The Effects of Agitation 
and Rost on the Corrosion of 
Iron by a Solution of Potassium 
Chloride. 
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1 

0*5 per cent. 

(H*SO, 

1*0 

1*5 

4 2 

141 



Corrosion ratio<HCl . 


- - 

- 

15*4 


70*4 

(HNO3 

— 

11 

- - 

- 

1*6 



H. Endo and S. Kanazawa, adopting the ionic hypothesis, assumed that the cor¬ 
rosion of the iron takes place in two stages: First, a small quantity of the iron 
passes into soln. as ferrous ion and an equivalent amoilnt of hydrogen is deposited on 
the surface of the metal as molecular hydrogen : Fe-j-2H*-|- 20H';F^Fe*‘+20H'-fH2i 
or Fe-f-2H20^^Fe(0H)2 \ H 2 . Second, wdien oxygen is introduced into this system, 
the ferrous hydroxide is oxidized to ferric hydroxide, 4Fe(OH)2 | O 2 + 2 H 2 O 
~'4 Fc(OH)3 , and the molecular hydrogen is oxidized and so removed from the 
surface of the iron. 
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The corrosion of iron by moving liquids was also examined by E. Hcyr, 
G. D. Bengougli and R. May, M. Drapier, .1. A. N. Friciul and co-workers, W. Beck, 
M. B. Jamieson, J. Tillmans and co-workers, W. R. Whitney, H. P. Russell and 
co-workers, J.' N. D. Hecnan, F. N. Speller and V. Kendall, M. Straumani'^, 

J. F. Thompson and R. J. McKay, R. J. McKay, and W. G. Whitman and co¬ 
workers. S. 8. Cook studied water-hammer corrosion, and attributed it to the 
favourable influence of the motion of the metal surfaces; and C. A. Tomlinson, 
the corrosion of two, hard steel surfaces subjected to relative motion under load. 
R. Auerbach observed that differences in the rate of flow of an electrolyte may 
set up differences of potential on a surface of iron, and he studied the effect of the 
flow of the liquid in capillaries. 

Iron corrodes most rapidly when it is alternately wet and dry--c.//. the water¬ 
line of iron ships, bridge columns, etc. 

R. Mallet found that raising Ihe temperature iij) to a maximum of 79'" to 88'" 
favours corrosion. K. Heyn and (). Bauer found a maxinmrn at r>()° in one case, 
and at 80” in another. ,1. A. N. Friend and co-woikers, 

K. Raniann, I. H. Woolson, A. Lodin, W. van Rijn, F. Heyn 
and 0. Hauer, A. Tiiiel and if. Lucknuinn, 0. !>auer and 
co-workers, G. M Enos, J. R. iiaylis, and F. N. Sjxdler also 
made observations on the subject. The effect of temp, is 
the resultant of two opposing influences. There is, first, the 
acceleration of the speed of the reaction by a rise of temp., 
and second, the retardation of the corrosion owing to the 
decreasing solubility of oxygen, etc., in water with a rise of 
temp. A maximum effect will therefore be obtained at 
some critical temp, which, according to the observations of 
il. Endo, Fig. 370, occurs between 60” and 70”. This agrees 
with the previous observation of E. Heym and 0. Bauer. 

The degree of corrosion in Fig, 370, refers to results expressed in relation to the 
corrosion at 20” taken as unity. The observed losses in weight in grams per 
sq. cm. during 30 days were : 

20" 30" 40” 50" 60” 7Cr 80” 90” 100” 

Loss . 1 00402 0-00605 0-00885 0-01209 0 01405 0-01612 0-01530 0 01410 0*00563 



Fig. 370. —The In¬ 
fluence of Tempera- 
ture on the Cor¬ 
rosion of Iron. 
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C. H. Cribb and F. W, F. Arnaud, and J. A. N. Friend found that the corrosion 
is less in darkne.ss than in light, with distilled-water, tap-water, river-water, and 
solii. of various compounds—magnesium chloride, sodium 
carbonate, hydrocarbonate, and hydroxide, and calcium 
hydroxide. H. E. Armstrong suggested that the effect 
mifjht be due to a difference in temp, rather than to the 
action of light fer sr, but J. A. N. Friend found that 
light is still active when the effect of temp, is eliminated. 

If. Endo and co-workers obtained the results summarized 
m Fig. 371. During the exposure, 11 of the 50 days 
were rloiuly. (’. Benedicks and R. Sundberg oliserved 
tliat stainless steel is not quite so much attacked liy a 
solu. of ferrous suljihate, in a photo-cell, in light as it is 
in darkness. In general, however, light favours the cor¬ 
rosion of metals. The subject was discussed bv H. S. Allen, (J. Atiienasiu, 
it. Audubert, W. 1). Bancroft, \V. Beck, G. 1). Hengough and O. F. Hudson, 

8. Bhatnagar and co-workers, T. W. Case, W. Coblentz and co-wmrkers, 
H. Endo,'G. M. Enos, J. A. N, Friend and co-workers, 0. Hahnel, M. Kimnra, 
A. Leighton, J. Nordensen, C. C. Palit and N. R. Dhar, W. II. J. Vernon, and 
W. P. Wood. According to W. Beck, exposure to radium radiations reduces 
corrosion. 

R. H. Gaines emphasized the need for reckoning with certain bacterial 
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favourable to corrosiou. The work of iron-bacteria was 
SZiV; S! ‘£; l «.d cworta Tie eject 

sulphides due to the action of bacteria and other forms of hfe or organic matter on 
sulphates or decaying organic matter was studied by K. Irvine, I. Agostini, 
G. D. Bengougb and R. May, S. H. Ellis, A. Molteiii, and E. V. Smth and 
T. G. Thompson. C. Darwin showed that worms may excrete acidic fluids; 
B. Schorler observed the same thing with respect to the Galluynella ferrtiginea ; 
and A. Molteni observed that the humic acid of decaying plants, and the acidic 
fluids exuded or excreted from some plants, earthworms, and micro-organisms 
have a marked action on iron structures embedded in soils. The subject was 
discussed by R. H. Gaines, A. Beythien, 0. Adler, and E. Raumer— vide infra, 
limonite. 

W. L. Dudley buried iron pipes in various kinds of soil and found the corrosion 
about half as fast in the case of pipes conveying coal-gas, as it was with pipes 
conveying no gas. The corrosion of iron by c/Hil-gas is usually attributed to the 
presence of impurities—hydrocyanic acid, carbon disulphide, carbon dioxide 
and oxygen. J. A. N. Friend noted that water saturated with coal-gas is about 
two-thirds as active as water alone in the attack on iron buried in moist soils, not 

exceptionally acidic. The subject 
was discussed by W. Bertelsmann, 
A. Bolzinger, H. G. Colman, 
W. D. Davidson, W. E. Dennison, 
F. Firth, G. M. Gill, I. Ginsberg, 
J. T. Haddock, T. Holgate, H. M. Howe, 
W. Leybold, J. McLeod, G. Masing* 
R. V. A. Mills, L. Monk, E. Ott and 
F- Hinden, J. Parker, B. R. Parkin¬ 
son, F. H. Rhodes and E. B. John¬ 
son, B. Richardson, J. Rollison, 
R. H. Ruthven, J. G. Taplay and 
co-workers, C. H. S. Tupholme, 
V, E. Williams, and R. E. Wilson. 
In agreement with B. Richardson, 
and C. E. Williams, J. F. G. Hicks 
showed that the hydrocyanic acid 
plays a subsidiary part, for the moist 
oxygen and carbon dioxide initiate 
the corrosion. The hydrocyanic acid 
accelerates the corrosive action, and it plays a most important part, as is 
indicated by the curves, Fig. 372, showing the rates of corrosion in the presence 
of moist gases. The speed is greatest when hydrocyanic acid is present. The 
final product of the action in the case of coal-gas mains is prussian blue. It is 
estimated that there is thus produced 10 tons of prussian blue per annum in the 
gas mains of Portland City. No corrosion was observed witli dry air, dry 
oxygen, or dr}^ carbon dioxide. 

The corrosion of iron Imried in soils was discussed by F. 0 . Anderegg and 
R. V. Achatz,^® K. Arndt, W. Beck and K. Jacobsohn, F. L. Bassett, F. Besig, 
L. G. E. Bignell, G. Blanchart, M. J. Blew, 0. Bauer and E. Wetzel, J. R. Bradshaw, 
E. A. Cross, A. S. (hshman, R. 0. E. Davies, I. A. Denison, W. L. Dudley, Ensslin 
and F. Buschendorf, S. Ewing, H. 0. Forrest, M. Freund, R. H. Gaines, A. F. Ganz, 

I. D. van Giessen, J. de Graaff, M. Gutierres, F. Haber and P. Krassa, 0. Haehnel, 
R. B. Harper, M. Horioka and M. Iwasa, H. D. Holler, R. Irvine, R. Krzizan, 
R. J. Kuhn, C. Lepierre, K. H. Logan, K. H. Logan and co-workers, B. McCollum 
and K. H. Logan, P. Medinger, A. Molteni, G. Murdoch, V. Nagreeff, M. R. Pugh, 
A. Romwalter, R. P. Russell and W. G. Whitman, R. H. Ruthven, S. G. Sastry, 

J. E. Schipper, E. H. Schofield and L. A. Stenger, W. B. Schulte, G. N. Scott, 



Fio. 372.--CorroHive Action of Moist Gases. 
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K. H. Shepard, J. W. Shipley auci co-workerK, E. S. Simpson, K. O. Slater, 
W. N. Smith and co-workers, W. N. Smith and J. W. Shipley, 1). Spataro, 
F. N. Speller, L. A. Stenger, G. Theim, W. Wark, C. H. Webb, A. Weber, 
,1. K. Weinlinger, and R. E. Wilson. O. Bauer and E. Wetzel observed that cast 
iron plates 10x2*5x2 cm., during 15 months’ exposure lost 6*23 grms. in distilled 
water; 7*61 grms. in tap-water enriched with calcium sulphate; 10*38 grms. in 
clay sat. with distilled water; 10'20 grms. in clay sat. with tap-water enriched 
with calcium sulphate ; 5*62 grms. in sand sat. with distilled water; and 6*36 
grms. in sand sat. with tap-water enriched with calcium sulphate. F. Hanaman 
studied the rusting of iron buried in moist sand. J. K. Weinlinger found that 
an iron gas-pipe which had been in the ground for 25 years was in an excelfent 
state of preservation. For iron embedded in cement and concrete, vide infra. 

If stray electric currents from tramways, etc., can pass, the iron and soil act as 
(‘lectrodes decomposing moisture into hydrogen and oxygen; and the latter at 
once attacks iron to form rust. Consequently, iron embedded in concrete is not 
immime from attack. V. J. Nicholas found that the electrolytic corrosion of 
structural and reinforcing steel embedded in concrete takes place at the anode. 
Even neat cement is no protection. The cathode is not affected by oxidation. 
Cement or concrete immersed in brine will crack when carrying an electric current 
to or from embedded steel. Concrete conducts electricity electrolytically and not 
like a metal, its electric resistance being an inverse function of the percentage of 
sand. It is found that even 0*1 ampere continuously flowing is sufficient to cause 
the destructive results indicated. The subject is of more direct interest to the 
electrical engineer. It has been the subject of numerous papers. 

H. Hayden studied the effect of an alternating current on the electrolytic 
corrosion of iron in soln. of salts of sodium, potassium, and ammonium, and in 
natural and artificial soils; and B. McCollum and G. H. Ahlborn worked with 
plates immersed in a light clay soil kept moist with a 0*5 per cent. soln. of sodium 
carbonate. A. J. Allmand and II. H. I). Barklie observed that the superposition 
of alternating on a direct current increased the corrosion of iron in alkaline soln., 
and in sub-soil drainage liquor, saturated with carbon dioxide. The presence of 
chlorides favoured corrosion using a direct current. When an alternating current 
was employed, a change in the cone, of the alkali in the electrol}iie had no particular 
influence, but the lowering of the current frequency produced an increased corrosive 
effect, and it is probable that the dLscharge of H'-ions during the cathodic impulse 
activates the iron by decreasing the oxygen content in the surface layer of metal. 
The effect of alternating current superposed on direct current was a marked increase 
in corrosion, and where an anode remained passive either at direct current intensity 
of 0*125 amp. per sq. cm. or at an alternating current intensity of 0*375 amp. per 
sq. cm. and 400 frequency, the anode became definitely yellow in two minutes 
under the combined effect. A high alternating: direct current ratio (more than 
two) was favourable to corrosion, as was also an increase in current density and low 
frequency. 

The nature of rust. —According to F. N. Speller ,21 films are formed on metals 
by passivating agents, and rust-resisting alloys, like liigh-chrome iron, and stainless 
steel probably owe their resistant qualities to the formation of stable films, so that 
the life of these juetals is more directly dependent on the stability of the film than 
on the initial tendency of the metal to corrode. This self-protection is more fully 
developed with some metals than it is with others. A. Ackermann observed the 
rusting of small particles of iron, iron wire, and spongy iron under the microscope. 
The forms taken up by the rust depend in the first place on the formation of ferric 
hydroxide. Tnis colloidal substance assumes forms and passes through the forma¬ 
tion processes which are very like the forms and processes which occur in organized 
nature. Non-rigid threads are formed which grow like organic fibres and which 
move and change their form when subjected to changes in the external conditions 
for example, temperature. Under certain conditions, cell-formation is exhibited, 
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which e;cternally, at least, is similar to organic cell-formation. Drops of a solution 
of ferric hydroxide possess properties which are otherwise only found in organic 
cells. They exhibit a solid or semi-solid enclosing semi-j)ermeable membrane or 
cell-w^all, an adhering colloidal layer, and a nucleus. Such drops grow, become 
broader, and divide in exactly the same manner as is observed in the division of 
organized cells. 

A very great number of analyses of rust have been reported. In analyses by 
W. R. Dunstan and co-workers of rusts collected from an iron apparatus rusted 
in the laboratory, and from an iron railing exposed for 30 years to air within 20 
yards of the sea, the composition approximated to the limit Fe 203 .H 20 ; but 
there was about 0-2 per cent, of ferrous carbonate present in the former case, and 
about 3-25 per cent, of ferrous oxide in the latter case. Both samples contained 
1*01 to 1-17 per cent, of hydrogen. This all agrees with F. Wohler’s observation 
that iron beneath a thin layer of water forms hydrated ferric oxide, but with a 
thicker layer of water, hydrated ferrosic oxide is produced. Here the transfer of 
oxygen from air to iron takes place more slowly, and it is inferred that ferrous oxide 
or hy<lrated ferrous oxide is the first product of the action, and that this is oxidized to 
form hydrated ferric oxide, which, uniting with the unchanged ferrous oxide, 
forms hydrated ferrosic oxide, which, if formed at all, may be regarded as an inter¬ 
mediate stage in tlie process of oxidation. R. Stumper, for example, found that a 
I-day-old rust had 45*3 per cent. FeO, a 5-day-old rust had 22*7 per cent. FeO, 
and a 15-day-old rust had 9-5 per cent. FeO. He found for FeO : Fe 203 : H 2 O, 
1 : 2 to 20 : 2 to 30. F. 0. Calvert observed rust containing 92*9 to 93-10 per cent. 
Fe 203 ; 5-8 to 6*2 per cent. FeO ; 0-6 to 0*9 per cent. FeC 03 ; 0*12 to 0*19 per cent. 
Si 02 ; 0-295 per cent. CaC 03 ; with traces of ammonia. F. M. StapfE observed that 
the rust on some nails 2(XX) years old, found in the mines of Mazarron in Murcia, 
Spain, consists of a mixture of limonite and magnetite. G. T. Moody obtained the 
following results with half a dozen samples of rust collected from the unpainted 
interior of some iron flushing-tanks in common use : 


Fo as FejOj . 

66-73 

5M2 

64*60 

66*13 

68*89 

67*40 per cent. 

Fe as FeO 

32-80 

36*67 

26*74 

26*60 

23*18 

24*40 

Fe as FeCOs • 

11-40 

12*31 

9*66 

9*21 

7*93 

8*14 


The proportion of calcium carbonate was inappreciable. The proportion of ferrous 
oxide present in the rust appears to depend on its age, and on the permeability 
of the rust for oxygen. A. Liversidge found that rust always contained more or 
less ferrosic oxide. W. Thorner, and P. Longmuir observed that rust collected in 
railway tunnels had 0*3 to 4-2 per cent, of sulphur expressed as H 2 SO 4 , and samples 
collected in the open had 0-8 to 5*5 per cent. H 2 SO 4 . E. Wilson observed some 
ferrous sulphide on iron exposed to a London atmosphere. E. K. Rideal found 
1*81 per cent, of ferric sulphate in samples collected in the open country, and 7 to 
9 per cent, in samples collected from London railway stations. 

R. Kattwinkel, and F. Drexler found that the ultimate products of rust¬ 
ing are usually y-FeO(OH) or Fe 304 . F. Drexler said that the formation of 
a-Fe()(OH) or y-FeO(OH) depends on the chemical nature of the nucleus about 
which the rust forms. The physical structure of the rust depends on the structure 
of FeO(OH), and the colour is determined by tlie grain-size. This subject is 
discussed in connection with ferric Iiydroxide, FeO(OH). According to G. Schikorr, 
tlie mechanism of rusting may thus be e.xjiiained : in air-free water a black film 
is formed, Fe+ 2 H 2 ()”Fe{OH )2 f 2 H ; in the absence of air a-FeO.OH sol reacts 
with iron to form Fe 304 or a green sol, FeO.OTI 4 -H=^-Fe(OH) 2 ; the green sol 
reacts with the FeO.OH to produce the green ferrite Fe(OH) 2 .FeO.OH, or witli an 
excess to form Fe 304 , and finally the latter is oxidized to y-FeO.OH. C. Carius 
observed the presence of magnetite in rust produced by the corrosion of iron in 
acidified water, and dried at rodm temp.; and y-FeO.OH, in rust obtained 
in water with 5*5 to 6*5, and the X-ray spectral lines of y-FeO.OH decrease 
in intensity with increasing alkalinity. J. Cates also identified rust with 
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y-FeO(OH). J. Huggett said that iu the prolonged exposure of iron to aeratea 
water, a mixture of magnetite and rust is first formed, and then lepidocrocite 
appears. H. 0. Forrest and co-workers found the composition of the rust film 
is dependent on the H*-ion concentration of the liquid near the metal surface, 
and on the ionic concentration in the liquid film. With oxygenated distilled water, 
the film is granular magnetic oxide, provided the diffusion of ions from the liquid 
film to the main body of the soln. proceeds slowly or non-uniformly, whereas 
with a uniform, rapid ionic diffusion, the film is mainly gelatinous hydrated ferric 
oxide. The formation of graphite during the attack by water, etc., on cast iron is 
discussed in connection with sea-water —vide infra, R. Richter, and J. Percy 
mentioned the presence of crystallized silicon in the residue from cast iron; and 
W. A. Tilden, iron silicide. J. G. Donald observed that there is a loss of carbon 
during the rusting of pig-iron. 

The effect of rust on the corrosion of iron and steel was discussed by R. C. McWane 
and H. Y. Carson, E. L. Chappell, and J. A^ton. W. 8. Patterson, and 
W. H. J. Vernon observed that rust increased the speed of corrosion of iron, 
and that a certain critical humidity of the atmosphere must be exceeded J^efore 
the acceleration occurs. J. C. Hudson did not find an abnormal change in the 
deliquescence of rust at some critical humidity, possibly, said W. H. J. Vernon, 
because the samples used by J. C. Hudson had already passed through the 
critical stage. W. 8. Patterson and L. Hebbs, however, did observe a critical 
stage with rust scraped from the metal. The microscopic structure of rust was 
investigated by A. Ackermann. R. A. Hadfield observed no deterioration in the 
tensile strength of mild steel, and wrought iron after being immersed in sea-water 
for five years. 

The by-products of rusting. —The production of hydrocarbons was discussed 
in connection with the carbides—5. 39, 20. Reports on the formation of ammonia 
during the rusting of iron, by A. Chevallier, etc., are discussed in 8 . 49, 15; but 
R. Mallet said that too much stress cannot be laid on the alleged reports because 
rust, in common with other porous bodies, greedily absorbs ammonia and many other 
gaseous substances from the atmosphere —vide infra^ the action of soln. of ammonium 
nitrate. U. R. Evans said that the true expansion in rust formation cannot be 
calculated from the sp. gr. of the components, but it is certain that a considerable 
expansion force is exerted when iron changes into rust. He discussed the apparent 
vol. of rust sludges ; and A. Ackermann, colloidal rusts. 

T. Fujihara found that the uncorroded iron outside a drop of water on a polished 
surface of iron is protected by a film of ferrous hydroxide —vide Fig. 354. The 
product of the action is protective. The more rapid the initial corrosion, the less 
the final effect. The formation of protective films in the rusting and corrosion of 
metals was studied by W. G. Whitman and co-workers, V. Kohlscliiitter and 
E. Krahenbiihl, F. N. Speller, W. D. Bancroft, G. R. White, C. H. Desch, J. Bresch, 
W. H. J. Vernon, U. R. Evans, E. M. Enos and R. J. Anderson, J. R. Baylis, and 
E. L. Chappell. 

(y. F. Schonbein 22 observed that hydrogen dioxide is formed when iron amalgam 
is shaken with water, and this was confirmed by M. Traube, and H. Wieland and 
W. Franke. The maximum amount is formed in about a minute. It is assumed 
that the reaction proceeds in accord with the scheme : Fe 4 - 2 H 20 —Fe(OH) 2 +H 2 , 
followed by 4 Fe( 0 H) 2 + 02 = 2 (Fe 203 .H 20 )-|- 2 H 20 , with hydrogen dioxide an inter¬ 
mediate product resulting from the action of bivalent iron and molecular oxygen: 
Fe-|-02+2H20—Fe(0H)2+H202. The cycle of reactions is completed by 
Fe4-H202=Fe(0H)2; and 2 Fe( 0 H) 2 -fH 202 ”Fe 203 .H 20 -f 2 H 2 O. W. Palmaer 
said that the formation of hydrogen dioxide in the rusting of iron is due to a side 
reaction, not an essential part of the process. E. Pietsch and co-workers discussed 
the subject. No hydrogen dioxide fs iormed in acidic soln., but in alkaline soln. 
the amount formed increases with the value, ^.e. with cone, of the OH'-ions. 
The production does not depend on the occluded hydrogen of the amalgam; 
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ferrous hydroxide is first produced, and this is further oiddused more slowly than 
the metal. The presence of hydrocyanic acid retards the* autoxidation; and the 
velocity of oxidation is about ten times as fast in the presence of leucine as it is in 
water* The acceleration depends on the cone, of the amino-acid. Glycine, alanine, 
and asparagine act similarly. Salts like sodium sulphate or copper sulphate 
accelerate the autoxidation of iron. The oxidation is inhibited if the iron be 
rendered passive by treatment with potassium hydroxide, ferricyanide, chromate, 
or permanganate. The presence of hydrogen acceptors like quinone, methylene 
blue, ethyl peroxide, and dithiodiglycollic acid, causes iron to rust in the presence 
of purified water in an atm. of nitrogen. The presence of sodium or copper sulphate 
accelerates the action of quinone. 

According to a modification of M. Traube's scheme of oxidation, by 
W. R. Dunstan and co-workers, hydrogen dioxide is formed as an intermediate 
stage in the rusting of iron: Fe+H 20 =Fe 0 +H 2 , and 2 H+O 2 —H 2 O 2 , followed 
by 2Fe0-fH202==Fe202(0H)2(rust). Two-mols. of dioxide are supposed to be 
formed by the oxidation of 2 atoms of iron to ferrous oxide, and only 1 mol. of 
hydrogen dioxide is required to oxidize the ferrous oxide to rust. The excess of 
hydrogen dioxide is now* supposed to oxidize the uncorroded iron, Fe+H 202 
—FeO+H^O, and 2Fe0+H202=Fe202(0H)2. The inhibitory action of alkalies 
and chromic acid is attributed to their power of decomposing hydrogen dioxide. 
W. R. Dunstan and co-workers said that the failure to detect hydrogen dioxide in 
the oxidation of iron, when its presence could be detected in the case of all other 
metals which were tried, does not exclude the possibility of its momentary forma¬ 
tion - vide supra, for H. E. Armstrong's modification of this theory. F. Haber 
and co-workers, and V. Andstrom also favoured this h 3 ^othesis, but against the 
hydrogen dioxide theory of corrosion, G. T. Moody argued that a dil. soln. of 
hydrogen dioxide does not attack iron, but is catalytically decomposed by that 
metal. W. R. Dunstan and co-workers must have used impure hydrogen dioxide. 
L. J. Thenard observed that the metal has no action on eau oxygkne, 0. and 
A. Dony could not detect any traces of hydrogen dioxide, even though, according 
to the theory, twice as much is produced during the initial oxidation of the iron 
to form ferrous oxide as is required to (*onvert the latter into rust. G. T. Moody 
showed that substances wliich destroy hydrogen dioxide do not necessarily inhibit 
the rusting of iron - e.g. j)otassium iodide; and E. Divers said that substances 
which destroy hydrogen dioxide need not necessarily prevent its formation— 
e.g. ferrous sulphate rapidly destroys chlorine, but does not prevent the formation 
of chlorine from manganese dioxide and hydrochloric acid. W. D. Bancroft 
reported that in alkaline soln,, hydrogen dioxide is decomposed by iron. 

When iron has once begun to rust, the subsequent progress of the disease 
proceeds more quickly even though the temp, be above the dew-point, and under 
conditions where bright iron would remain unaffected for an indefinitely long time. 
F. Kuhlmann suggested that the rust acted catalytically as an oxygen carrier; 
but F. von Hutten, F. C. Calvert, A. Wagner, A. C. Brown, J. A. N. Friend, and 
H. Bauerman favour the hypothesis that rust is very porous, and hygroscopic*, 
and it becomes charged with liquid water which fills its pores and evaporates Very 
slowly. Hence, corrosion can occur in a damp atmosphere under conditions where 
bright iron would not be affected. J. Aston showed that wet rust is anodic to bare 
iron, whilst dry rust is cathodic; wet rust has a high electrical resistance. A 
compact layer of fired rust thus tends to protect the metal below, but favours anodic 
attack in the iron immediately around ; while flocculent, wet rust favours the 
corrosion of the metal immediately below. This it does by shielding the affected 
part from oxygen, and rendering it anodic, so that corrosion is confined to a 
limited area ; the surrounding part is cathodic and hence does not rust —vide supra, 
J, Aston. According to R. J. McKay, the rust accelerates the action in two ways : 
(i) oxygen is removed by its reaction with ferrous hydroxide ; and (ii) iron is 
removed by precipitation which would retard the reaction and set up a counter 
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in the oxygen concentration cell. J. Aston alsd showed that the anodic 
effect produced by wet rust is obtained with other colloidal hydroxides— nide 
infra, colloids. 

J. A. N. Friend suggested a modification of F. Kuhlmann's hypothesis in that 
he considered that the action of rust in promoting further rusting may be due to 
the presence of the hydrosol of iron which acts as an oxygen carrier as it passes 
alternately between the ferrous and ferric states. Hence, the modified h)rpothe8is 
is called the OoDoMal the(Nrf of emoskm. The hypothesis is represented 
schematically: 

2 Fe-j- 2 Fe, 03 . Aq.^i -}-Aq. =4FeO. Aq.sol 4-2FeOAq. 

A 4-Air 4-Air 

— *^ 2 Fej 03 . Aq.jioi l^C203Aq.ruBi 

Those salts which favour rusting are supposed to peptize the colloid, and those which 
inhibit rusting- e.^r. chromates— are supposed to flocculate the colloid. Against 
this, U. R. Evans said that chromates also stop the corrosion of other nietals- 
e.g. magnesium—which exist in only one state of oxidation ; and W. H. Whitman 
and co-workers showed that the effects of salts on the rate of corrosion do not 
vary concomitantly with the stability of colloidal iron liydroxide. While 
J. A. N. Friend said that the destruction of the colloidal iron hydroxide by chromates 
leaves the iron passive, U. R. Evans considers that the chromate acts by putting 
a protective film on the anodic portions of the iron and so stops the attack. 
B. Lambert and J. C. Thomson’s work makes it very doubtful if iron hydroxide if^ 
needed to start the corrosion, although once started, the presence of the colloidal 
hydroxide may accelerate the corrosion. The action of electrolytes on the coagula¬ 
tion of the hydrosol is said to resemble their action on the rusting of iron both as 
regards concentration, and temp.; the retarding influence of alcohol is attributed 
to its dehydrating action on the colloidal ferric hydroxide; the inhibitory action 
of arsenious acid or its salts observed by L. Lindet, 0. N. Huntly, etc. -is 
attributed to the adsorption of arsenic trioxide by the colloidal ferric hydroxide, 
which prevents it taking part in the sequence of changes just mentioned. Exposure 
to radium rays retards corrosion by coagulating the hydrosol of ferric hydroxide. 
G. Schikorr pointed out (i) that the alleged similarity between the action of 
electrolytes on the coagulation of the hydrosol of ferric oxide and the corrosion 
of iron does not obtain because in the range of lower concentrations, where the 
<lifferences in the coagulating action of electrolytes is most marked, there is no 
corresponding agreement in the rusting process, (ii) The basic assumption: 
EcOgoi+Air—Fe 2038 oi is not confirmed by observation, for under the action, of air, 
the FeOsoi is flocculated as a higher oxide, (iii) The fact that there is maximum 
corrosion for medium speeds of flow—for the speed of rusting increases to a maxi¬ 
mum value in the neighbourhood of 1 atm. as the oxygen press, rises—is satis¬ 
factorily explained by other theories but not so by the colloidal theory. The 
colloid theory was discussed by W. Beck, W. Beck and F. von Hessert, G. Schikorr, 

T. N. Morris, G. D. Bengough, G. D. Bengough and J. M. Stuart, J. M. Stuart, 

U. R. Evans, S. G. Sastry, J. K. Wood, J. A. N. Friend and co-workers, W. J. Huff, 
N. Isgarischer and S. Berkmann, and W. 1). Bancroft. 

As shown by J. C. Thresh,-^ W, R. G. Atkins, W. Weintraud, and many others, 
natural waters from peaty districts contain several organic acids derived from decay¬ 
ing vegetation, etc. Water from mining areas may contain sulphuric acid (q.v.) ; 
and the water 6f canals and rivers in industrial areas may contain acids and salts 
derived from discharges of waste liquors. The destructive qualities of water are 
in many cases related to their acidity which is usually represented in terms of the 
H*-ion concentration. R. E. Wilson, and F. N. Speller classified waters, arbitrarily, 
in terms of their acidity : Acidic waters have their H -ion cone., below 4*3, and 
they rapidly corrode the iron with the evolution of hydrogen even in the absence of 
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the depolarizer oxygen; 7 ieutral UHiters have a value for pn between 4*3 and 10, and 
they cause rusting in the presence of oxygen; and alkaline toaiers have a jpn-value 
over 10, they usually act slowly on metals and if the protective film is broken down, 
as might occur if chlorides are present, local attack may occur. According 
to W. G. Whitman and co-workers, there is a close relation between the acidity* 
or H*-ion conccntratioil* of the water and the rate at which it can corrode iron. 
The curves in Fig. 373 refer to water flowing at the rate of 3 ins. per sec., A refers to 
water with 5 c.c. of oxygen per litre, and B, to water with 1 c.c. per litre. The results 
show that with both acidic and alkaline soln. the corrosion varies with but 
there is an intermediate range of values where the rate of corrosion is indepen¬ 
dent of the acidity, and is represented in the diagram by the vertical portion of the 
curves. As the proportion of oxygen in the water is reduced, the vertical portion 
of the curve is reduced, until finally, when no oxygen is present, the velocity falls 
off continuously as the acidity decreases. This is illustrated by Fig. 374, due to 
J. W. Shipley and I. R. McHaffie. With water flowing in pipes, the proportion of 
dissolved oxygen in the water in contact with the metal may become small, so that, 
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as J. R. Baylis showed, corrosion can be controlled by regulating the Pj^^-value of 
the water, for, in the absence of oxygen, the speed of attack falls continuously with 
increasing values of 

According to J. W. Shipley and co-workers, iron dissolves in purified water, 
freed from carbon dioxide, when the value attains 9*4, but not so with higher 
values. Ordinary purified water has a p^-value ot 7*0 in virtue of the reaction 
H20^.H*-f0H'. If OH'-ions eq. to mols. per litre be added, the value 

p^-"9'4 is attained, and this is near the concentration of (OH)'-ions which reddens 
piienolphthalein. It is inferred by J. F. G. Hicks that the primary cause of corrosion 
IS the dissolution of iron in water, and that this occurs before any chemical action 
starts. Metallic iron dissolves in an adherent film of water until the resulting soln. 
of ferrous hydroxide has a value Pjj~9*4 ; the presence of oxygen insures a maximum 
e.m.f. and acts as an accelerator for the system: Fegoiid^Fegoin.+^HOH^ 
Fe(OH )2 f-Ho. The oxygen removes the ferrous hydroxide by oxidization to less 
soluble ferric hydroxide, and the hydrogen is also removed by oxidation or depolari¬ 
zation. The presence of carbon dioxide removes ferrous hydroxide by converting 
it to less soluble carbonate, and it forms carbonic acid, the H*-ion of which favours 
corrosion. Indeed, so long as any agent is present capable of removing ferrous 
hydroxide and hydrogen with sufficient rapidity to prevent the saturation of the 
adherent water, witli respect to ferrous hydroxide and hydrogen, corrosion will 
occur. R. Girard found that the H'-ion potential at which corrosion commences 
is greater with weak acids than it is with strong acids; a film of iron hydroxide 
appears m acidic soln. when the H‘-ion potential is 3*5. 0. B. J. Fraser and 

co-workers found the maximum in the H’-ion concentration curve corresponds with 
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the maximum rate of corrosion in sulphuric acid of different concentrations. 
J. B. Bajlis observed that in no case of water corrosion was a concentration of 
3 p.p.m. (parts per million) of dissolved iron found in a soln. free from oxygen in 
which ph was between 8 and 9. Soluble iron in water with an excess of dissolved 
oxygen is oxidized faster when than when pH=b‘0. With a concentration 

of 50 p.p.m., at pH“8*0 less than 0*1 p.p.m. of soluble iron dissolves in the absence 
of oxygen ; about 1*0 p.p.m. when Ph= 7*5 ; and about 4 p.p.m. when pn—7*0. 
With Ph less than 7*0 the proportion of soluble iron increases rapidly. 

The effect of the H‘-concentration of water on corrosion, etc., was discussed by 
W. R. (J. Atkins, J. R. Baylis, W. Blum, W. M. (7ark, S. Gottlieb, R. F. Greenfield 
and G. (\ Baker, R. E. Hall and A. R. Mumford, F. Hannan, W. 1). Hatfield, 


J. A. Heymann and A. Massink, E. Imbeaux, I. M. Kolthoff, E. Naumann, 
W. Olszewsky, S. Rachwal, J. T. Saunders, J. W. Shipley and co-workers, K. Sonden, 
H. T. Stern, H. Thiesing, J. Tillmans, and W. G. Whitman and co-workers; the 
effect of acids, and mine waters on the corrosion of iron, by 0. Bauer, C. F. Burgess 
and S. E. Engle, F. 0. Calvert and R. Johnson, R. Gans and co-workers, E. Heyn 
and 0. Bauer, A. Ledebur, G. Lunge, R. J. McKay, M. T. Murray, W. D. Richardson, 
A. Thiel, K. Wagemann, and W. G. Whitman and R. P. Russell; and the effect of 
soln. of alkalies, by J. H. Andrew, F. Auerbach and H. Pick, R. Baumann, C. H. Cribb 
and F. W. F. Arnaud, P. W. Evans, A. Fry, G. W. Fuller, 1. D. van Giesen, P. Krassa, 
H. Kriegsheim, G. Lunge, W. Nover and D. Splittgerber, S. W. Parr and co-workers, 
F. N. Speller and co-workers, D. Splittgerber, T. Steel, C. E. Stromeyer, A. Thiel, 
A. Vogel, M. Werner, R. S. Williams and V. 0. Homerberg, and R. E. Wilson. 
R. Varet discussed the action of salts dissolved in organic solvents on the metals. 

R. E. Wilson said that (i) Strongly alkaline waters have pn—lO and upwards 
and the H‘-ion concentration plays here a minor part for protective films are formed 
on the metal; (ii) Feebly alkaline natural waters have Ph~ 9*5 to 4. The H'-ion 
concentration is not here of importance 

because the rate of attack depends on the 0'003r-i ——————rn—FnTT 

concentration of the oxygen in soln. and § 0 008 - 

the rate of diffusion of the products of the ^ 0-007 — —j 

reaction; and (iii) Acidic waters with pn—4 k, 0-006^ i r 

downwards. The overvoltage of hydrogen, f 

the concentration of the H*-ions, and the ^_ 

nature of the local galvanic elements are of om I 1-1 

importance. W. G. Whitman and 

workers represented the effect of variations ^ 1 I I I I 

in the H’-ions concentration on iron at 22° ^ % i ^ ^ ^ ^ 

and 40°, by the curves in Fig, 375. ^ 

J. F. Chittura pointed out that the cor- ^^«* ^^.—The Influence of H*.ion Con- 

rosion of iron in air will vary with the pn- 

value of the soln. He assumed that ordinary iron is passive, and active iron is the 
result of a chemical reaction v/rfe tw/m, passivity. (1) In alkaline soln. where the 
value of Ph ranges from 9*0 to 12*0, the iron dissolves as (a) Fe-l-2H20->Fe02 
H-4H*+4(3:), and a ferrate is formed in soln. as the higher oxide dissolves ; where 
oxygen is not available (6) FeO2+3H’-f-20->Fe(OH)*+H2O, and where oxygen is 
available (c) Fe-j- 3 H 20 -»Fe 03 '^ + 6H'+40. On account of the reaction (d) Fe(OH)‘ 
+J 02 ~>Fe 02 +H‘, there is a tendency for the formation of the electrode (6) over 
the whole surface ; but the reaction (d) can establish a state of equilibrium with (b) 
leaving (c) to operate where the concentration of oxygen is greatest. Under these 
conditions, with some other secondary but related reactions, little corrosion occurs ; 
the initial rate of corrosion is about the same as in neutral soln.; and the rate of 
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corrosion rapidly falls to zero, or in extreme cases produces pitting. (2) When the 
PH“Value lies between 6*0 and 9*0, the iron readily corrodes; the higher oxide 
dissolves to form a ferrate. As in the preceding case, the differential effect of 
reaction (d) produces an electrolytic cell, with (c) as anode and (6) as cathode. There 
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is suiScient polarization at the cathode to can 
-f H' f 20 to be established and the potential 
cell in which (c) is the cathode, and (e), the _ 

mittent direct current of corrosion. The ferrate is replenished on the surface of the 
cathode hy the diffusion of the hydroxyferrous ions, and oxidation proceeds in 
accord with (d). Under these conditions, with other secondary but related reactions, 
oxidizing agents reduce the rate of corrosion ; a low-frequency alternating current 
superposed on a direct current favours the anodic corrosion of iron ; differential 
aeration effects are marked; oxygen is used in the process of corrosion ; and the 
soln. is made alkaline in the corrosion process up to In soln. where the 

value of ph between 4-0 and 6*0, iron corrodes ratlier more quickly than when 

lies between 6*0 and 9*0. The higher oxide is produced, and being but slightly 
soluble soon saturates the soln. Owing to reaction (d) a polarization cell with anode 
(a) and cathode (6) is produced ; and when the hydroxyferrous electrode is estab¬ 
lished, the potential is reversed and a corrosion cell is established with cathode (a), 
and anode (e) is established. But the electrode (/) H2"»2H‘4-20 is established and 
another corrosion cell is established with anode (c) and cathode (/). In this range 
of Pjj- values the potential of the first cell is small, and the potential of the second 
cell is the greater. Consequently, more corrosion is produced by the second cell. 
The hydrogen produced at the cathode of the second cell is oxidized with necessary 
difficulty as the ^^-value of the soln. decreases, and on account of the increasing 
stability of the ferrous ions, the oxygen does not have so great a tendency to react 
with ferrous iron to produce ferric oxide. In this case, oxidizing agents slightly 
increase the rate of corrosion, hydrogen begins to be evolved when pu lies between 
1*0 and 5*0, dependent on the nature of the metal; and general corrosion occurs 
rather then pitting. (4) With soln. having pji between 1*0 and 4*0, iron corrodes 
rapidly and with a greatly increasing rate as the value of pjj diminishes. The 
difference between this case and the preceding one is that the potential of the cell 
with (c) as anode and {/) as cathode and that of the cell with (e) as anode and (a) 
as cathode continually increases as the value of p^ decreases. Here the rate of 
corrosion is greater than is the case with other values of p^ ; hydrogen gas is 
evolved ; and ferrous ions attain a high concentration in the soln. 

J. W. Shipley and co-workers found that in the absence of oxygen, the rate of 
corrosion is proportional to the negative pu-value of the soln. to Ph— 9-4 ; and no 
hydrogen is evolved with soln. more alkaline than p]i=^9 4. The potential of the 
cell Fe I | should be proportional to the H’-iou cone, until 9*0 ; and 

in more alkaline soln., the potential should be independent of the H'-ion cone., and 
should be of the order 0*16 volt. The potentials calculated for slightly acid soln. 
are greater than they should be to account for the slow dissolution of iron. 
J. F. Chittum assumes that the first action of iron is to produce a higher oxide 
vide infra, passivity—and that as a result of other reactions the final corrosion cell 
is Fe-l-H 20 -|-H*-»Fe(OH)-f H 2 , which has an e.m.f. approaching zero wheii 
Ph” 9*0, and this agrees with the results of J. W. Shipley and co-workers. 

In the corrosion at a water-air surface in soln. with pH less than 9*0, there is 
established an electrolytic cell in which (a) in the surface is anode, and (c), some 
equivalent electrode, is the cathode. The decreased polarity of the surfaces 
establishes the anode (a) in the surface film. The fact that the anodic potential 
of this electrode is greater than that of any other iron electrode in air accounts 
for the fact that surface corrosion is very important. In more alkaline solutions 
the boundary potential between the surface film and the main body of the soln. 
is built up until little surface corrosion occurs in these solutions. 

The action of salt and other sedations on oorrosioiL —The presence of salts in 
water in contact with iron may have a marked influence on the rate of corrosion. 
Numerous observations have been made on the action of soln. of various salts on 
iron. The results with salts of the heavy metals, and ammonium salts, as well 
as of salts of the oxy-acids, etc., have been indicated in connection with the 


se the reaction (e) Fe-l-H20^Ve(0H.} 
is then reversed to produce a corrosion 
anode. This cell produces the inter- 
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chemical properties of iron. Effects with some coinmon salts were reported as 
follow: 

Potassium jluoride. A. W. ChapmanZ-iS .Sodium chloride. -R. Adie, 0. Bauer 
and co-workers, W. S. Dudley, H. Endo, J. A. N. Friend and co-workers, U. R. Evans 
and T, P. Hoar, R. H. Gaines, F. Haber and F. Goldschmidt, K. Inamura, 
S. Micewicz, M. Mugdan, V. K. Perschke and G. I. Tschufaroff, A. Thiel andH. Luck- 
niann, and A. Wagner. The effect of pressure on the results was studied by 0. Bauer 
and co-workers, E. Berl and F. von Taack, and .1. A. N. Friend. Potassium chloride. 
- H. Endo, K. Jnainiira, S. Micewicz, Ib H. Evans and T. P. Hoar, and A. Wagner. 
Ammmuuni chloride. K. Heyn and (). iiauer, J. T. Nance, and A. Wagner— vide 
supra, the chemical properties of iron. Potassium iodide. —E. Pietsch and 
co-workers. Sodium sulphate. (). Bauer and co-workers, E. Berl and F. von Taack, 
H. Endo, J. A. N. Friend and co-workers, E. Heyn and 0. Bauer, K. Inamura, 

U. R. Evans and T. lb Hoar, A. Thiel and H. Luckmann, and A. Wagner. Potassium 
sulphate. —H. Endo, J. A. N. Friend and co-workers, E. Heyn and 0. Bauer, 
K. Inamura, and A. Wagner. Potassium aluminium sulphate. —H. Endo. Am¬ 
monium sulphate.- E. Heyn and 0. Bauer, and A. d’Heureuse— vide supra, the 
chemical properties of iron. Sodium nitrate. -K. Endo, J. A. N. Friend and co- 
workers, and E. Heyn and 0. Bauer. Potassium nitrate. —H. Endo. Amimnium 
nitrate — vide supra, the chemical properties of iron. Sodium and potassium car¬ 
bonates. —R. Adie, E. Bossliard and R. Pfenninger, C. H. Cribb and F. W. F. Arnaud, 
J. A. N. Friend and co-workers, E. Heyn and 0. Bauer, C. F. Hickethier, A. Wagner, 
and F. Westlioff. Sodium phosphate. - W. R. Diinstan and co-workers, H. Endo, 
E. Heyn and 0. Bauer, and A. Krefting; and the effect of pressure, by E. Berl 
and F. von Taack. Calcium chloride. K. Girard, E. Heyn and 0. Bauer, 

V. F. Hickethier, P. Medinger, S. Micewicz, W. Palmaer, and G. Zelger. Barium 
chloride.—H. Endo, J. A. N. Friend and co-workers, E. Heyn and (). Bauer, and 

V. Zemlyanitzuiii and P. Dobrovolsky. Calcium nitrate.- W. Vaubel. Mag¬ 
nesium chloride.- 0. Jhuier and co-workers, E. Bosshard and R. Pfenninger, 

W. R. Bradbury, H. Endo, F. Fischer, F. Halla, E. Heyn and 0. Bauer, 
S. Micewicz, H. Ost, J. Pfeifer, A. Wagner, and P. West; the effect of pressure, by 
E. Berl and F. von Taack. Mafpu'sium sulphate. J. A. N. Friend and co-workers, 
and E. Heyn and 0. Bauer. 

As observed by G. Wetzler, M. M. Hall, and A. Payeu, iron may be kept 
an indefinitely long time in soln. of potassium, sodium, or an alkaline earth 
hydroxides, or in aq. ammonia without corrosion, provided the concentration of 
the solvent be large enough; and iron is corroded in sat. soln. of potassium 
nitrate or sulphate more slowly than in water, owing, it was assumed, to the 
liquid dissolving less air than in the case of water alone. A. J. Hale and 
H. S. Foster found that the action of 0*2iV-soln. of the following salts on wrought 
iron and cast iron, between 17'^ and 20 °, per sq. dm. of metal, was represented by 
the following losses in 7 days using half a litre of soln. per day: 


0-2N-8oln 

MgCb 

NaOH 

OaOl2 

NaCl 

NH4OH 

Na^COa 


0-85 

0*8o 

000 

000 

0-20 

0-30 

010 

0-25 

0-00 

0-00 

0-00 

0 00 


0-45 

000 

017 

0-32 

018 

000 

0-41 

000 

0*2G 

0-24 

0-00 

000 


According to L. McCulloch, of a number of small particles of electrolytic iron 
isolated from one another, only a certain proportion will rust in the presence of 
air, moisture, and sodium chloride. The smaller the particles, the greater the pro¬ 
portion which is “ passive,” but if the particles are in contact with one another 
they all rust. Again, in a soln. of ammonia and ammonium chloride pieces of soft 
iron may either dissolve readily or remain unattacked. “ Passivity ” in this soln. 
is produced by heating until temper colours appear, or often merely by cleaning with 
coarse emery and exposing to the air. The metal is activated by contact with 
zinc or active iron in the soln. or by cathodic treatment at a sufficiently negative 
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potential. Any of these activating agencies will also cause mill-scale or ferrous 
oxide to dissolve in this soln., so that the observed passivity of iron is ascribed to a 
superficial oxide film. 

At the beginning of oui* era, Pliny, in his Historia naturalm (31. 19), mentioned the 
corrosion of iron by the waters of a river in Thessaly; and numerous observations have 

since been made on the corrosive action of soln. 
of different salts, and of mineral waters on 
iron*— e.g. by E. Borl and F. von Toack, 
H. G. Denham, H. E. Bellamy, W. B. Lewis 
and G. S. Irving, XT. K. Evans, B. Adie, 

V. K. Persclike and G. I. Tschufaroff, F. Auer¬ 
bach and H. Pick, W. D. Bancroft, W. M. Barr 
and R. W. Savidge, O. Bauer and co-workers, 
K. Inamura, H. Baucko, C. F. Burgess and 
S. G. Engle, R. Girard, C. G. Fink and C. M. De- 
croly, K. Konopicky,M. Scheelhasse, G. D. Ben- 
gough and co-workers, F. C. Calvert and co¬ 
workers, C. H. Cribb and F. W. F. Amaud, 
A. S. Cushman, G. K. Davis, J. B. Dodds, 

W. R. Dunstan, F. FCrster, W. A. Fowler, 

J. A. N. Friend and co-workers, A. Fry, 
A. F. Ganz, B. Garre, J. Grossmann, H. C. Haak, 
A. J. Hale and H. S. Foster, M. M. Hall, 
E. S. Hedges, M. Heegewaldt, E. Heyn, E. Heyn 
and O. Bauer, O. F. Hunziker and co-workers, 

K. Inamura, G. Jiingst, F. K6rbor and A. Pomp, 
A. Krefting, O. Kr5hnke, O. Lasche and 
W. Kieser, A. Ledebur, L. Lindet, G. Lunge, 
E. Maass and W. Wiederholt, R. Mallet, 
P. Medinger, A. E. Menke, W. Menzel, 
G. T. Moody, M. Mugdan, J. T. Nance, 



Fig. 376. —Corrosive Action of Solutions 
of Potassium Ferrooyanide, and Alkali 
Carbonates. 


S. W. Parr and F. G. Straub, W. Peters, P. Petit, J. Persoz, R. Pfenningor, D. Phillips, 
A. Pomp, P. N. Raikow, W. Ransom, W. D. Richardson, H. Riimo, J. K. Roberts and 
co-workers, P. Rohland, F. J. Rowan, E. Schulz, J. B. Senderens, R. Stumper, K. Taussig, 

A. Thiol and H. Luckmann, W. Thomson, 
M. Usener, M. Vogt, J. H. Vogel, A. Wag¬ 
ner, W. G. Whitman and R. P. Russell, 
etc. 



U. K. Evans represented the speed 
of corrosion, dxjdty for dil. soln., by 
dxldt—lci(CQ—k 2 x)i, where ki and 
are constants; Cq= the initial concen¬ 
tration of the electrolyte; and Xj a mea¬ 
sure of the corrosion. J. A. N. Friend 
found that for a concentration, m, of 
the salt, the rate of corrosion, C, is re¬ 
lated to the solubility of oxygen, ^; 
and to the rate of dissolution of oxygen, 

by 

H. Endo’s observations on the 
corrosive effect of salt soln. containing 
O'l mol per litre are summarized in 
Fig. 377. The armco iron in 0*lM-soln. 
of potassium chromate, dichromate, 
perchlorate, and permanganate was 
bright and free from rust during 3 yrs.' 
exposure; in other soln., the corrosion 
increased proportionally with the time. 
With soln. of sodium hydrophosphate, 
and potash-alum, the corrosion was rapid at first, and then gradual, and finally, 
as the surface of the iron became coated with a film, corrosion ceased. 

In 1845, R. Adie discovered that sat. soln. of potassium or sodium ferrocyanide, 


Fig. 


377.—^The Action of Salt Solutions on 
the Corrosion of Armco Iron. 
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ferricyanide, cyanide, carbonate, perchlorate, and permanganate help to resist 
corrosion. K. Inamura showed that the corrosion with salt soln.—potassium and 
sodium chlorides and sulphates—increases with increasing concentrations below 
OdJkf. H. Endo also studied the influence of the concentration and found for 
sodium and potassium chlorides, and sulphate the following losses in grams per 
sq. cm., and the corrosion ratios—that is, the ratio of the loss in weight of iron in 
the salt soln. to its loss in distilled water : 
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There is thus a maximum in the curves where the corrosion is greatest, and larger 
than that of water ; the corrosion then diminishes to less than the value for water ; 
and there is a particular concentration of the salt soln. where the value is the 
same as that of water, and when the corrosion ratio is unity. H. Endo added that 
the actual corrosion is a result of two opposing influences. One is due to the 
solubility of oxygen in water. In dil. soln., where the solubility of oxygen is nearly 
the same for water, the rate of corrosion increases with an increase in concentration 
of the salt, but with more cone, soln., where the solubility of oxygen is reduced pro¬ 
gressively with increasing concentration of the soln., the corrosion will be reduced. 
The maximum with the salts under consideration is near 0*1M. 

According to E. Heyn and 0. Bauer, the behaviour of soln. of potassium ferro- 
(vanide is typical of that of many others. B, Fig. 376, represents the effect with 
distilled water; the concentration is expressed in mols per litre. In some cases, 
with small proportions of salt, say 0-001 to 0-1 grm. per litre, there is a slight retarda¬ 
tion, BC. Many salts— e.g, sodium and potassium carbonates- -exhibit no such 
retardation. As the proportion of salt increases, the corrosive effect increases, 
CD, to a maximum, D, which is usually much greater than the effect with distilled 
water. This represents what has been called critical concentration. Subsequent 
increases in the proportion of salt rapidly depress the activity of the soln. until it 
reaches what is called a limiting concentration at a point, E, where corrosion practically 
ceases ; and subsequent increases in the cone, of the soln., EF, have no effect on 
corrosion, for the iron may be kept in contact with these soln. for an indefinite 
period without corrosion. 

According to E. Heyn and O. Bauer, and J. A. N. Friend, the critical and limiting con¬ 
centrations of a numbor of salts, expressc^d in grams per litre, are respectively as follow: 
potassium ferrocyamde, with wrought iron, 01, and 1 to 2 ; and with purified iron, 0*2, — ; 
potassium ferricyanide, wrought iron, 0*1, and 1 to 2 ; potassium permanganate, wrought 
iron, 0*1, and 0*1 to 1-0 ; potassium carbonate, wrought iron, 1*0, and 1 to 10 ; potassium 
iodate, wrought iron, 0*01, and 0*1 to 1*0 ; potassium cyanide, wrought iron, 0-1, and 0*1 to 
1-0; potassium bromate, wrought iron, 0*1, and 0*1 to 1*0; potassium chlorate, wrought 
iron, 0-1, and 74*5 ; calcium chloride, steel, 1-27, and 510 ; sodium sulphide, steel, 0*1, and 
100; sodium hydrocarbonate, wrought iron, 10, and 1 to id ; sodium carbonate, wrought 
iron, 1*0, and 1 to 10 ; borax, wrought iron, 0-1, and 1 to 10 ; sodium hydrophosphatc, 
wrought iron, 1-0, and 1 to 10 ; ammonium hydrophosphate, wrought iron, 0-01, and 1*0 to 
10 ; ammonium acetate, wrought iron, 0-01, and 0-1 to 1-0 ; chromic acid, wrought iron and 
pure iron, limiting cone. 0 01 to 0-06 ; potassium chromate, wrought iron, 0 01 to 0-1 ; and 
potassium dichromate, wrought iron and pure iron, 0 01 to 0*1. 

C. H. Cribb and F. W. F. Arnaud showed that the corrosive action of soln. of 
sodium carbonate is nearly twice as great at 100° as it is at room temp. Animouium 
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J.vdroplioNpliate here acts uon.mllv up to ita lifting concentration, and be/. 

L oln is saturated, corrosion begins again -but it is not rusting in the „rd,„ rv 
the soin. becomes covered with gas-bubbles, and hnally acquires « 

sense, hecawe ^ o/potassium chlorate, calcium chloride 

/.IB.0X wiicide and fc imn% cone. /. . 

1 / ffiP There are no critical cone, with a few salts chromic acid and it.s 
The .low ..In, ol.«TV«l by E. Hcyn and 0. B.„„ ,i,|, 

very rone. soln. of chromic acid, and pota.ssium dichromate may he due to the 
presence of manganese in the iron, for, as A. S. Cushman showed, insnganiferous 
irons are slightly soluble in these soin., hut no efFect ran he observed with pure iron 
iluring the c* urse of a few weeks. 

Ammonium salts are very corrosive, and of the three tried by E. Heyn and 
O. Bauer, Fig. 378, the nitrate is the most active, and it is ammonium nitrate whicii 
is produced in tlmnderstorms, and washed down by rain. The rain-water soin., 
of course, is very dilute, but the concentration increases as the liquid evaporates. 
Soin. of these ammonium salts were found to attack iron both in the presence and 
in the absence of air. The ratios : Loss in the absence of air : loss in the presence 
of air, for the nitrate, sulphate, and chloride are respectively 0*92, 0*17, and 0*023. 
The activity of the salts is much greater when the temp, is raised. J. A. N. Friend 
and P. C. Barnefc observed that a sat. soin. of ammonium sulphate is less corrosive 
than distilled water at 6°, but at 18° it is much more 
corrosive. L. Santi found that iron drillings are attacked 
by a boiling soin. of ammonium chloride : Fe+ 2 NH 4 Cl 
-^FeCl 2 + 2 NH 34 -H 2 ; observations on the action of 
ammonium chloride soin. were also made by J. T. Nance ; 

E. B. R. Prideaux and R. M. (’aven made a similar 
observation with respect to ammonium nitrate ; and 
W. R, Hodgkiuson and A. H. Coote, with respect to soin. 
of ammonium nitrate and nitrite. W. Vaubel observed 
that while ammonium nitrite is almost without action on 
iron, ammonium nitrate makes a very effective attack ; 
hydrated ferrous and ferric oxides are formed, and some 
iron passed into soin. as a complex salt. Ammonium 
nitrate, said W. Vaubel, is very generally present in 
common water in contact with iron, for this metal will 
reduce a portion of the dissolved nitrates to ammonia; the same process, 
namely, the reduction of the nitrate radicle to ammonia, occurs in the action 
of ammonium nitrate on iron, the latter undergoing oxidation. The rusting 
is assisted by the increased activity of oxygen at the attacked spot, and also by the 
action of the water itself, which, it is stated, in the presence of ammonium nitrate 
will act on iron, forming iron oxide and hydrogen, especially if the temp, is slightly 
raised. R. Droste showed that under ordinary conditions, nitrates are reduced 
by iron to ammonia without forming any appreciable proportion of nitrite. 

A. A. Bonnema showed that ferrous oxide and hydroxide in contact with air give 
rise to a certain amount of nitrite. If, as is quite possible, nitrate is produced in 
the same manner, W. Vaubel added that it is clear that for the rusting of iron only 
a minimal quantity of an ammonium salt need be present, for the ammonium nitrate 
could then be easily formed. F. Haiiaman discussed the action of soin. of ammonium 
sulphate. 

There is another series of salts whose sat. soin. are incapable of inhibiting 
corrosion, and in this sense it can be said that the limiting cone, is imaginary, and 
that F lies to the left of E, Fig. 376. These salts therefore show only a critical 
cone. E. Heyn and 0. Bauer, and J. A. N. Friend and J. H. Brown obtained the 
following results: 

Potassium chloride with wrought iron, 60; with purified iron, 6 ; potassium sulphate with 
wrought iron and purified iron, 10 ; potassium nitrate with purified iron, 1 to 16 ; sodium 



H -I 0 
Loganlhm of concentrabon 

Fig . 378.—Tht* Corrosive 
Action of Solutions of 
Ammonium Salts. 
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chloridey wrought iron, 10 ; and purified iron, 5 ; sodium sulphate^ wrought iron and purified 
iron, 10; sodium nitrate, wrought iron, 01; purified iron, 60; calcium hydrocarhonaie, 
wrought iron, 0-14 ; calcium sulphate, wpught iron, 2-034 ; calcium sulphide, steel, 0-0014 ; 
})arium chloride^ wrought iron, 100; purified iron, 10 ; fen'ous sulphate, wrought iron, 100 ; 
arsenic trioxide, wrought iron, 0-064 ; magnesium chloride, wrought iron, 100; purified iron, 

20 ; magnesium sidphatc, wrought iron and purified iron, 10 to 60 ; manganese sulphate, 
wrought iron, 0*1 ; ammonium thiocyanate, wrought iron, 0-01 ; ammonium chloride, 
wrought iron, 100; anmionimn sulphate, wrought iron, 200; and ammonium nitrate, 
wrought iron, 500. 1. Wasilowsky and \V. Bardzynsky discuBRod the corroRwe action of 
a Bohi. of aimnonium nitrato; and V. K. PcrHhko and 0. 1. Tw-hufaroff. the corrosive 
action of potaasinm saltH on cast iron. 

The corrosive actions of soln. of potaswiuin and sodium chlorides and sulphates, 
and of potassium nitrate, by J. A. N. Friend and ,). IT. Brown, are illustrated by 
Fig. 379. They show that the corrosive action of cone. soln. of the chlorides is 
less than that of wafer alone. This was noticed by R. Adie in 1845, and he explained 
the results by (I. Wetzler’s assumption that the solubility of oxygen in brine 
soln. is less than it is in water alone. P. J. Rowan cited an example where the life 
of boilers was much greater when run with a higlier proportion of sea-water with the 
fresh water, than when a small proportion of sea-water was used. J. A. N. Friend 
and T. IT Brown noticed that while at 10°, a soln. of sodium chloride has a critical 
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FiCJ. 379.—The Effect of Aqueous Solutions 
of Salts on tlie Corrosion of Iron. 
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Fig. 380.—The Effect of Temperature 
on the Corrosive Action of Solu¬ 
tions of Sodium Chloride. 


cone, whose corrosive action is greater than that of distilled water at the same temp., 
yet at 21°, in agreement with E. Heyn and 0. Bauer, the reverse is the case ; and 
at 14°, the corrosive action is the same as that of distilled water. Hence, a soln. 
may be less corrosive than distilled water in the tropics and more corrosive in 
temperate climes ; a similar difference may be shown in summer and winter. 
P]. Heyn and 0. Bauer's results with sodium chloride soln. are summarized in 
P’ig. 380, where the concentrations are expressed in mols per litre. The action is 
nearly twice as great at 40° as it is at 18°; at 80°, the action with the more dil. 
soln. attains a maximum. A. Payen, K. Girard, K. K. Jarvinen, and L. Aitchison 
made some observations on this subject. H. Beeny found that the amount of iron 
which passes into soln. as Fe‘’-ion8 when used as anode in a 0*2 per cent. soln. of 
sodium chloride agrees with the quantity of electricity generated, and it is hence 
inferred that the corrosion is entirely electrochemical. A. W. Chapman found that 
potassium fluoride below O-SA'-conc. act like potassium chloride, but, unlike soln. 
of the chloride, above that cone, the metal is not corroded. This is attributed to 
the formation of a protective film of a fluoride or complex fluoride on the surface 
of the metal. The attack by soln. of potassium fluoride is inhibited by the presence 
of sodium carbonate or chromate in concentration less than is needed for the 
chloride. This is attributed to the fluoride being less able to penetrate the protec¬ 
tive film formed by the inhibitor. R. Adie, and J. A. N. Friend and J. H. Brown 
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showed that at the temp, of the room, and in the absence of air, soln. of the alkali 
sulphates and chlorides exert no corrosive action on iron. The results for the 
alkali nitrates are shown in Fig. 381. P. Rohland observed that ^vhilst most 
chlorides accelerate the rate of corrosion of iron in water, chromic chloride acts in the 
converse way, due, it is assumed, to “ a transitory separation of chromium by the 
iron.’^ G. R. White studied the electrolytic corrosion of iron as anode in soln. of 
sodium chloride, sulphate, nitrate, acetate, and tartrate. 

Rain-water, particularly after thunderstorms, contains nitric acid or nitrates, 
and sewage water also contains nitrites and nitrates. The action of soln. of nitrates 
on iron was also examined by J. B. Senderens, and J. A. Jones. W. Vaubel found 
that soln. of the alkali nitrates are not nearly so active as ammonium nitrate ; 
and that soln. of the alkali nitrites are almost without action on iron. F. Hanamaii 
studied the action of soln, of sodium chloride, potassium carbonate, and ammonia. 
W. vanWiillen-Scholten studied the action of soln. of sodium chloride. M. Mugdan 
found that the chlorides of the alkalies, ammonium, and the alkaline earths accelerate 
rusting to about the same extent. Bromides, sulphates, and perchlorates are nearly 
equally active, potassium nitrate somewhat Jess so, and purified water less still. 
Iron remains practically unattacked in soln. of potassium (or sodium) chlorate. 



Fig. 381.—^The Effect of Aqueous Solu¬ 
tions of Salts on the Corrosion of 
Iron. 
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Fio. 382.—The Effect of Solutions 
of Magnesium Chloride on the 
Corrosion of Iron at different 
Temperatures. 


bromate, iodate, chromate, dichromate, acetate, oxalate, tartrate, ferro- and ferri- 
cyanides, cyanide, hydrogen carbonate, borate, hydroxide, and ammonia. The 
order in which iron is attacked in these soln. is not changed by adding small quantities 
of acid, or of alkali, or of oxidizing agents such as hydrogen dioxide, potassium 
ferricyanide, iir sodium hypobromite, although the rate of rusting is increased or 
diminished, 8oln. containing a mixture of salts possess properties intermediate 
between those of soln. of the pure salts ; thus, addition of salt to a soln. of sodium 
hydroxide causes iron immersed in it to rust, although more slowly than in an equally 
cone. soln. of pure salt. The effect of dil. alkaline soln. was discussed by 
H. J. Donker and R. A. Dengg, who found that the surface of iron is uniformly 
attacked, but in more cone. soln. point-corrosion predominates. Alkali hydroxide 
is more protective than carbonate— vide mpra. Sulphate soln. attack iron less than 
jchloride soln. Iron is not markedly attacked by neutral soln. containing dichromate, 
or dichromate and chloride, but it is vigorously attacked if the soln. is not neutralized. 
The results of J. A. N. Friend and J. H. Brown with barium chloride, and with mag¬ 
nesium chloride and sulphate are summarized in Figs. 381 and 382. V. Zemlyanitzuin 
and P. Dobrovolsky found that boiling soln. of barium chloride attain a maximum 
attack after boiling with the metal for 8 to 16 hrs. The attack then decreases 
gradually owing to the formation of a protective film of hydrated ferric oxide. 
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The action of mapesium chloride has received much attention owing to its presence 
in sea-water, which may be regarded as an aq. soln. of sodium and magnesium 
chlorides. E. Maass and W. Wiederholt, and O. Hauser showed that magnesium 
salts are strongly corrosive, and in aq. soln. it is largely hydrolyzed to form free 
hydrochloric acid, particularly if its temp, be raised. E. Heyn and 0. Bauer's 
results with variations of temp, are indicated in Fig. 381, where the concentrations 
are expressed in mols per litre. The effect with the more dil. soln. reaches a maxi¬ 
mum at 80°. The soln. can also act on iron in the absence of air, particularly if 
the temp, is raised. This was demonstrated by A. Wagner, and R. Pfeiminger, and 
emphasized by J. B. Dodds. E. J. Fox also showed that desert waters containing 
magnesium chloride have a high H‘-ion cone., and are very destructive to steel 
and iron conveying-pipes. Observations on the corrosive action of natural waters 
were made by F. Auerbach, F. Bamberg, C. 0. Bannister and R. Kerr, C. Blacher, 

H. G. Bowen, G. J. Burrows and C. E. Fawsitt, C. P. Coles, M. J. Falkenberg, 
A. P. Ford, H. 0. Forrest, J. R. Francis, G. W. Fuller, L. W. Haase, R. A. Hadfield, 
W. M. Hamlet, A. Heinzelmann, T. Hermann, H. M. Howe, G. N. Huntley, 

I. M. Kolthoff, 0. Krohnke, W. Lulofs, F. Lyon, B. G. McLellan, R. Mallet, A. Miind- 
lein, G. Popp, E. Prinz, W. Reid, J. W. Shipley and I. R. McHaffie, F. N. Speller, 

F. N. Speller and co-workers, A. Splittgerber, A. T. Stuart, R. Stumper, A. Thiel, 

F. Tiemann and A. Gartner, J. Tillmans and co-workers, J. Walker and S. A. Kay, 
W. G. Whitman and R. P. Russell, R. E. Wilson, W. Windisch, H. Winstanley, and 

I. H. Woolson; and on the corrosive action of mine waters^ by R. J. Anderson and 

G. M. Enos, A. Katz, W. A. Selvig and G. M. Enos, and W. E. Warner. P. Medinger 
explained the corrosion of gas and water mains in heavy soils, containing calcium 
sulphate as follows : through the ionization of the sulphate, the proportion of calcium 
ions in soln. becomes so great that the dissociation of the calcium hydrogen carbonate 
is depressed, and, consequently, the production of H’- and HC 03 "-ions from the free 
carbonic acid is not so much hindered. The enhanced acidity of a soln. containing 
free carbonic acid and calcium hydrogen carbonate consequent on the addition of 
calcium sulphate may be demonstrated by means of litmus. 

R. Adie found that iron is attacked more vigorously by sea-water in the presence 
of air than is the case with distilled water. The aeration of sea-water near the sur¬ 
face as it is stirred up by the waves is favourable to corrosion ; on the other hand, 
oxygen was found to be less soluble in sea-water than it is in ordinary water. Again, 
A. Payen showed that iron is attacked by sea-water in the complete absence of air 
under conditions where iron can be kept in fresh water an indefinite time without 
corrosion. The activity of sea-water is consequently due to the salts which it has in 
soln.— c.^. sodium chloride, and magnesium chloride and sulphate. At considerable 
depths below the surface the supply of air to sea-water is very restricted. From 
observations by 0. Bauer and E. Wetzel, G. D. Bengough and co-workers, 

J. J. Berzelius, E. Beutel and A. Kutzelnigg, R. Binaghi, J. V. Davies, C. N. Draper, 
J. A. N. Friend, R. A. Hadfield, H. M. Howe, M. Lidy, R. Mallet, J. T. Milton and 
W. J. Larke, M. le Naour, D. V. Onslow, J. Percy, M. Portier, J. W. Shipley and 
I. R. McHaffie, R. Stumper, V. N. Svechnikoff and K. F. Starodoudoff, and 

H. Wilkinson, on cast iron—guns, cannon-balls, etc.—which had been submerged 
for 50 and more years in the sea, the iron appears to be slowly converted into ferrous 
oxide, and partially dissolved, and at the same time the residue becomes soft though 
retaining its original shape. The carbon appears to form a graphitic mass. Hence, 
the change is sometimes designated the graphitizatioil —or graphititis, or iron cancer 
—of cast iron. According to R. Mallet, the sp. gr. of the mass is between 1*3 
and 1*8—when that of cast iron ranges from 6*8 to 7*6 ; and he also quoted the 
analysis: FeO, 81 per cent.; graphite, 16 per cent.; iron chloride, a trace. In 
the case cited by J. J. Berzelius, when the mass was first brought to the surface, 
within half an hour it became too hot to hold in the hand—presumably owing to 
the oxidation of the graphitic carbon which is almost in a pyrophoric state. 
F. W, Durkee observed an analogous result by the action of the water of a coal-mine 
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on cast ifon. J. W. Shipley and I. R. McHaffie reported cementite and a cementite- 
phosphide eutectic in the residual skeleton. J. W. Shipley observed a softenmg 
of the iron pipes exposed in soils containing calcium sulphate; W. B. Schulte, 
when exposed to cinders. U. R. Evans noted the breaking down of the cast-iron 
foundations of a bridge over the Thames. 

The graphitixation may be produced by other corrosive agents, thus, F. J. Dauiell 
produced a spongy, grey mass, “ somewhat resembling plumbago,” by the action 
of dil. hydrochloric acid on cast iron : F. C. Calvert, by the action of dil. hydrochloric 
or acetic acid for two years; T. Crzeschik, by the action of dil. sulpWic acid; 

S. Leet, and W. H. Pepys, pyroligneous .spirit; T. Thomson, sour paste ; R. Mallet, 
the vapour disengaged by roasting coffee, the action of sherry wine, and of low 
wines and proof spirit; and M. Freund, by the action of direct electric currents in 
soln. of sodium chloride or calcium sulphate, although F. Bergius and P. Krassa 
observed no such action with alternating currents. 0. Bauer and E. Wetzel studied 
the graphitization of cast iron and found that graphitization occurs with iron anodes 
in tap-water, sea-water, and in 10 per cent. soln. of magnesium chloride or sulphate. 
R. Mallet also mentioned cases when graphitization was facilitated by the galvanic 
action caused by the contact of cast iron with a less corrodible metal— e.g. copper, 
or brass. Reports on the corrosive action of sea-water have been also made by 

T. Andrews, M. Ballay, O. Bauer and E. Wetzel, H. Bauermeister, A. C. Becquerel, 

B. Bell, G. D. Bengough, R. Binaghi, F. (\ Calvert and R. Jolnison, E. Cohen, 

C. P. Coles, P. M. Crosthwaite, P. M. Crosthwaite and C. R. Redgrave, J. V. Davies, 
E. Davy, W. Denecke, E. Deslongchamps, H. Diegel, S. H. Ellis, V. R. Evans, 
J. A. N. Friend, R. Girard, J. Grantham, R. A. Hadfield, F. Hanaman, 
W. J. Hay, T. Holgate, G. Johnstone, W. P. Jorissen, K. Hasegawa and S. Hori, 
C. J. B. Karsten, F. B. King, G. von Knorre, 0. Krohnke, M. Lidy, A. Liversidge, 
R. Mallet, T. E. Perks, J, W. Post, H. S. Rawdon, J. Rennie, H. E. Rhoades, 
H. Rinne, A. Romwalter, A. H. Sabin, F. Schmitz, B. Schultz, R, C. Sherman, 
J. W. Shipley and 1. R. McHaffie, B. Silliman, G. Stauch, T. Steel, F. P. Stowell, 
R. Stumper, W. Thomson, M. Usener, G. B. Vroom, and H. Wilkinson, etc. vide 
infra for a comparison of the different varieties of “ iron ” and steel. 

G. Wetzler observed that iron does not rust in aq. soln. of potassium hydroxide, 
or in aq. ammonia ; and A. Payen added that iron remains bright for months when 
immersed in an aq. soln. of ammonia or of potassium or sodium hydroxide. A soln. 
of 1 vol. of a sat. soln. of potassium hydroxide and 2000 vols. of water prevents 
iron from rusting, but the metal is corroded in a 1 : 4000-soIn. A soln. of 1 vol. 
of a sat. soln. of sodium carbonate in 54 vols. of water will prevent rusting, but 
not so with a 1 : 59-soln. A. Payen also found that a soln. of 1 vol. of a sat. soln. of 
borax in 6 vols. of water, and 1 vol. of a sat. soln. of lime-water in 3 vols. of 
water will prevent rusting ; but not so with more dil. soln. M. M. Hall also observed 
that iron does not rust in water containing magnesia or lime. For A. J. Hale and 
H. S. Foster’s observations, vide supra ; and for the action of alkali hydroxides, 
vide supra, chemical properties of iron. C. H. Cribb and F. W. F. Arnaud observed 
that very dil. alkaline soln. do not prevent the corrosion of iron. With the cone, 
of the alkaline soln. expressed as parts of alkali by weight as 100,000 parts of water ; 
and with the corrosion expressed as milligrams of ferric oxide, they found, at room 
temp., say 16": 


NftOU KOH NH4OH 


100° . 

4 

7-0 

, 18*6 

10 

2*8 

19-3 

20 40 

0 0 

5*8 0 

5*6 

5*8 

13*7 

14*0 

0 

12*8 

28*0 

0 

0 

17*0 

5*0 

11*5 

34*0 

0 

0 




Ca(OH)2 



Ba(OH)a 

X 



FejOg 

16“ . 
100“ . 

9-25 

7*5 

20*5 

18*5 27*75 

5*0 0 

3*5 0 


8*65 

6*2 

14*4 

21*37 

0 

11*3 

42 74 " 

0 

0 
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J. D. Pennock and D. A. Morton found that iron does not rust in cone., aq. soln. 
of ammonia, although freshly rusted iron is attacked. J. A. N. Friend observed 
no attack by SJJN-NH 4 OH when kept in sealed tubes for several years. 
F. J. R. Carulla observed no change in a cast iron still used for ammonia during 18 
years ; and this was confirmed by J. F. Kempson. Observations were also made by 

F. Schmitz, W. R. Hodgkinson and N. E. Bellairs, M. Tilgner, C. Matignon and 

G. Desplantes, and U. R. Evans on the action of aq. soln. of ammonia ; by W, Ditt- 
inar, W. Venator, G. Zirnite, E. Heyn and 0. Bauer, F. Lyon, F. N. Speller and 
C. R. Texter, J. H. Andrew, M. L. Hamlin and F. M. Turner, H. F. Whittaker, 
P. I). Merica, and C. E. Stromeyer, on the action of aq. soln. of alkali liydroxides ; 
and by T. Schmelzer by soln. of calcium hydroxide. 

The results of C. H. Cribb and F. W. F. Arnaud confirm the observations of 
A. Payen that dil. soln. of the alkali hydroxides, in ordinary atm. air, do not inhibit 
the corrosion of iron until a certain limiting cone, of the alkali has been attained. 
The limiting cone, for alkali hydroxides was found by (\ H. Cribb and 
F. W. F. Arnaud to be respectively 0*10 to 0*20,0*185 to 0*278, and 0*050 to 0*14 grm. 
])er litre; for sodium and calcium hydroxides, E. Heyn and (). Bauer obtained 
respectively 10 to 10 * 0 , and 0*18 to 0*89 grm. per litre; and J. A. N. Friend, 1*1 
to 2*8 grm. per litre for potassium hydroxide. It must be remembered that in air, 
the alkali is slowly converted into carbonate, so that permanent protection is attained 
only when the cone, of the alkali corresponds with the limiting cone, of the carbonate. 
Using more cone, soln., E. Heyn and 0. Bauer found for plates of iron 3x4*5 cm. in 
area, with the cone, of soln. expressed in grams per litre, and the corrosion as loss 
of weight in grams: 


KOH 

. 00 

2-8 

28 

168 

sat. 

Loss 

. 0-0685 

0*0000 

0*0001 

0*003 

0*0002 

NaOH 

. 0-0 

10 

100 

sat. 

— 

Loss 

. 0-0653 

0-0002 

0-0005 

0*0002 


Ca(OH)2 . 

. 0-0 

0*67 

sat. 


-- 

Loss 

. 0-0646 

0-00i>0 

0-0000 




U. R. Evans found that soln. of magnesium sulphate at very low concentrations, 
say 0 *() 0 l or 0 * 0 Ll/-MgSO 4 , produced phenomena not unlike that seen in distilled 
water, the rust being loose and tlie upper boundary of the rust-covered area being 
sinuous. As the cone, of the soln. of magnesium sulphate was gradually increased, 
the upper boundary of the rust-covered area became straighter and the rust became 
more clinging; at cone, between 0*15M- and 0 * 50 A/-MgS 04 , the rust ])lanket was so 
adherent that it was not loosened when a jet from a Wash-bottle was directed on to 
the specimen. Cone. soln. of magnesium chloride, calcium sulphate, and calcium 
hydrocarbonate behaved in the same way; the deposit of iron hydroxide came to 
within about a mm. of the water-level, the top of this area being often straight and 
parallel to the water-line. In the intervening space between the deposit of iron 
hydroxide and the water-line the metallic surface, although free from corrosion, 
was covered with an adherent white deposit. The rust settling in the vessel was 
unusually pale, containing calcium or magnesium compounds in addition to iron 
hydroxide. The explanation of these phenomena is to be found in the limited 
solubility of magnesium and calcium hydroxides. Electrochemical action com¬ 
mences as soon as the plate is introduced, but the areas which commence to function 
as cathodes quickly become covered with a deposit of calcium or magnesium 
hydroxide (or calcium carbonate, in the case of calcium hydrocarbonate soln.). 
This deposit shields the areas in question from oxygen, stopping the cathodic 
reaction at the parts shielded, and transferring it to some point still free from 
deposit; the portions shielded by deposit naturally become anodic. In the course 
of a few hours the whole of the immersed area has become covered with deposit, 
and only the narrow strip within the meniscus, which necessarily remains com¬ 
paratively accessible to oxygen, behaves as cathode, whilst the rest of the immersed 
area constitutes the anode. Over this large area the soluble iron salts produced by 
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the anodic reaction act on the previously deposited hydroxides of calcium or 
magnesium, converting them in part into hydroxides of iron, so that the deposit, 
whitish at first, becomes green and then brown. The rust thus contains variable 
proportions of magnesium or calcium compounds. Consequently, the action of 
waters containing calcium or magnesium compounds is slower than that of distilled 
water, because the access of oxygen to the small cathodic part of the metal is hindered 
by the white deposit. U. R. Evans also found that zinc sulphate soln. behave like 
those of magnesium sulphate. J. A. N. Friend and co-workers found that at low 
temp, magnesium sulphate and chloride retard corrosion at many concentrations; 
but in some cases there was a marked acceleration. Since these experiments were 
made on specimens submerged in the soln. where the rate of corrosion is restricted 
by the conveyance of dissolved oxygen, U. R. Evans repeated the experiments with 
plates partly immersed in the liquids, and found that for cone, ranging from 
0 * 001 ilf-Mg 804 to 0 * 5 M-MgS 04 , the efiect of magnesium chloride is always to 
reduce corrosion below the limit for distilled water : 

MgS04 . . OAf- OOOIM- OOIM- 0*13/- 0-25M- 0-5A/- 

Loss . . 0-053 0-034 0-034 0-037 0-033 0-027 

The action ol solutions of a mixture of salts. —A. Payen 26 obser\^ed that with 
a soln. of equal vols. of sat. soln. of sodium chloride and carbonate and 75 vols. of 
aerated water, the corrosion of cast iron began in a minute, and with water contain¬ 
ing 0*2 per cent, of sodium hydroxide and 0*6 per cent, of sodium chloride, oxidation 
is confined to small areas around the points at which rusting originates, and it spreads 
from these patches in vermicular forms. According to J. A. N. Friend and 
C. W. Marshall, the minimum cone., 0, of sodium carbonate required to inhibit the 
corrosion of iron by 0*05Y-soln. of various sodium salts runs parallel with the order 
of the relative strengths, S, of the corresponding acids determined by electric con¬ 
ductivity methods; thus : 

Chloride Iodide Bromide Nitrate Sulpliate Fluoride Acetate (Sulphite) 

<7 , .100 88-9 72-2 63-7 51-86 38-9 8-9 (1-9) 

S . .100 98 98 98 70 10-6 2 (68) 

E. Heyn and 0. Bauer observed the same critical cone, with mixtures of sodium 
chloride and carbonate as were obtained with soln. of sodium carbonate alone, 
although the corrosive action was slightly greater; no limiting cone, was reached. 
J. A. N. Friend studied the effect with mixtures of potassium chloride and hydroxide, 
at room temp., and found the following losses of weight in grams, for plates 5x4 cm. 
in area, with the concentrations of potassium chloride and hydroxide expressed in 
grams per litre: 


KOIi 

[ 

0 

2-8 

112 

28 

66 

168 


f 

. 0-0685* 

0-0000 

0-0000 

0-0001 

0-0000 

0-0001 

Tr/-il ^ 

5 

. 0-0884* 

0-0802* 

0-0010 

0-0008 

0-0004 

0-0000 


15 

. 00836* 

0-0929* 

0-0074* 

0-0002 

0-0004 

0-0000 


50 

. 0-0828* 

0-0985* 

0-0354* 

0-0112* 

0-0000 

0-0001 

JvCl| 

150 

. 0-0790* 

0-0667* 

0-0334* 

0-0069* 

0-0004 

0-0003 


300 

. 0-0390* 

0-0196* 

0-0104* 

0-0010 

0-0004 

0-0002 


The numbers marked with an asterisk showed that the metal was corroded; the 
others may be taken to indicate no marked reaction. With no hydroxide present, 
the attack was uniform, but when the hydroxide was present pitting occurred. 
In all cases corrosion decreased as the amount of potassium hydroxide increased, 
becoming zero in the presence of 56 grms. per litre. The results are plotted dia- 
grammatically in Fig. 383. The curve AB represents the solubility of potassium 
chloride in soln. of potassium hydroxide ; and OC, the minimum cone, of potassium 
hydroxide required completely to inhibit the corrosion of iron in the presence of 
the corresponding amounts of potassium chloride. The area OCA represents 
mixtures which attack the iron in spite of the alkalinity of the soln.; and the area 
ODBC, mixtures wliich prevent the rusting of the iron, 
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^ Concentration of KOH 

Fig. 383.—^Tho Corrosive Action 
of Solutions of Potassium 
Chloride and Hydroxide. 


The preservation of steel embedded in concrete depends on the complete 
exclusion of air and moisture, and on the inhibitive nature of the surrounding 
medium. J. A. N. hriend applied the above results to the preservation of iron in 
compact concrete or cement, and showed the need for arranging that the concrete 
must be so compounded that it is always alkaline enough to inhibit (‘orrosion. 
This subject was discussed by H. Barker and 
W. L. Upton, H. Bauerman, L. F. Bellinger, CS LI 

O. Berndt and co-workers, W. J. E. Binnie, B. JMount, ^ 

P. Breuille, H. P. Brown, H. Buel, 0. F. Burgess, ^ p 

W. S. Calcott and co-workers, H. J. M. Creighton, ^ 

E. A. Cross, E. Donath, H. E. Diinkelberg, W. Dunn, 

A. P. Ford, W. H. Fox, J. A. N. Friend and co- ^ Aa 

workers, L. Gadd and C. P. Taylor, R. H. (Jaines, ^ corrosion 

H. A. Gardner, F. L. Garrison, M. Gary, M. (Jiroussc, 

R. Grun, K. A. Goslich, A. Guttmann, M. L. Hamlin Concentration of KOn 

and F. M. Turner, A. L. A. Himmelwright, Fig. 383.—The Corrosive Action 

F. W. Hinrich«en. A. A. Knudson, A. S. lorf, Shloridfld Hydroxide""” 

M. Lidy, S. Lindeck, K. Lubowsky, H. Liiftschitz, ^ 

F. P. McKibben, C. E. Magnussen and G. H. Smith, A. del Mar and I). (’. AVoodbury, 
E. R. Matthews, P. Mecke, W. Michaelis, E. Morsch, S. Newberry, V. J. Nicholas, 
E. Noaillon, 0. L. Norton, W. Obst, 0. T. Olgiati and H. Roberts, J. F. O'Rourke, 
W. Petry, M. R. Pugh, M. Quedefeld, K. Reinbold, 0. Rode, W. Roeder, P. Itohland, 
E. B. Rose and co-workers, J. W. Schaub, G. F. Shaffer, F. N. Speller, F. W. Taylor 
and S. E. Thompson, B. H. Thwaite, M. Toch, 0. G. Trigg, H. i\ Turner, 
M. C. Tutton, Y. Uchida and M. Hamada, L. Wagoner and F. 11. Skinner, 
W. R. Webster, J. P. Whiskemann, W. G. Whitrnann and R. P. Russell, 
H. F. Whittaker, and B. Zschokke. 

U. R. Evans made analogous observations with respect to the corrosion of mixed 
soln. of alkali chlorides, nitrates, or sulphates and alkali hydroxide. Jn the case 
of a vertical plate immersed in a soln. of 

alkali chloride, a small addition of alkali will /\/r fMtc 

cause the corrosion to be more localized; 1 4 

and there occurs a little corrosion in soim* a / ^Mjou^h membrane 

pores so constricted that oxygen is ex- --t— — — ^^^^^^Deeptorros/on 
eluded and the conditions for anodic attack ’ tate 

are set up, while narrow streams of rust- liquiof M " 

ing spread downwards from the active 
pores. The more open pores do not pro- ^ 

vide the conditions necessary for anodic. _ . . ^ i i 

attack. If more alkali hydroxide is added, rrosion a a r eve . 

the area covered by the corrosion product is reduced, and corrosion will be 
localized on the sites of a few pores which will be covered by blisters of the 
membranous hydrated oxide ; and, with still higher proportions of the alkali 
hydroxide, corrosion may be entirely suppressed. At the water-level, with a 
soln. of alkali chloride alone, the zone just below the water-level is free from 
attack, but with a mixture of the chloride and hydroxide, intense corrosion may 
occur at the water-level. The phenomenon— water-line corrosion —is thus de¬ 
scribed by U. R. Evans; At this water-level a dark speck appears on the 
steel plate. This expands into a dark, triangular flap, floating on the liquid, and 
attached to the steel; this extends along the water-level, forming a kind of box. 
The upper side of the box is composed of a tough, dark brownish-red, membranous 
skin on the water-level, and below, Fig. 381, there is a looser, woolly deposit 
of hydroxide which is green in the early stages. The iron is not corroded im¬ 
mediately outside the box, but inside, intense corrosion occurs in a short space of 
time and finally perforation occurs. This corrosion may occur with sulphate, nitrate, 
or chromate in place of the chloride ; and with the liquid agitated or still, hot or 
VOL. XIII. 2 G 
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^ Steel pLdtc 

Jough membrane 

-Deeptorros/on 

-^Woolly 
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Fig. 384.—Corrosion at Water-level. 
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c old. The phenomenon is due to the tendency of the protective film to break away 
at the water-level, and as it springs away from the metal face, and clings to the 
interface of liquid and air, the conditions for anodic attack are set up, which once 
started, proceed apace —vide supra. The subject was investigated by A. L. McAulay 
and F. P. Bowden. The water-line or liquid-line corrosion of metals was discussed 
by G. D. Bengough and co-workers, J. I. Crabtree and G. E. Mathews, U. JL Evans, 
E. S. Hedges, W. P. Jorissen, E. L. Rhead, W. H. d. Vernon, and K. M. Watson 
and 0. P. Watts ; and the submerged corrosion by W. G. Whitman and co- 
workers. 

The passivity induced in iron by contact with soln. of potassium dichroraate, etc., 
has been discussed elsewhere. It is usually attributed to the formation of a thin 
protective skin of oxide on the surface of the metal. Iron may be kept an 
indefinitely long time in contact with soln. of potassium dichromate, if not too 
dilute, without any rusting; and A. 8. Cushman suggested that the addition of 
about 0*36 grm. of the salt per litre should be a suitable protection against boiler 
corrosion because samples of iron and steel in boiling soln. of this concentration 
remain free from rust for an indefinitely long time even when air is continually 
bubbled through the soln. J. A. N. Friend and co-workers discussed the effect of 
the presence of other salts. For instance, if sodium chloride be present, there will 
be a state of equilibrium : 2NaCl-f H20-f K 2 Cr 207 ;F^K 2 Cr 04 -|- 211 Cl+Na 2 Cr 04 , 
established, and the free acid will remove the protective film of oxide.. Similarly 
with other foreign salts. If the cone, of the dichromate does not exceed 0*01 grm. 
per litre, its protective action is slight; and the best results were obtained with 0*1 
grm. per litre, except when the cone, of the chlorides is less than about 5 grins, per 
litre, in which case more dichroinate, say 1 grm. per litre, is needed. If potassium 
chromate be used in place of the dichromate, no free acid is liberated: 2NaCl 
-|-K 2 Cr 04 :F^Na 2 Cr 04 -|- 2 KCl. J. A, N. Friend and J. H. Brown obtained much 
better results with this agent, and the presence of a gram of chromate per litre has 
a marked retarding influence on corrosion. The action of soln. of chromic acid, 
and potassium dichromate and chlorate was studied by F. Hanaman, M. Mugdan, 
H. Endo, C. G. Fink and 0. M. Decroly, G. W. Heise and A. Clemente, 0. P. Watts, 
A. W. Chapman, F. Numachi, T. G. Thompson, B. E. Roetheli and G. L. Cox, 
C. V. Thompson, etc. 0. Dony-Herault showed that the corrosion of steel in water 
can be stopped completely when chromate or chlorate ions are present. F. N. Speller 
found that ferrous sulphate inhibits the corrosion of iron; and R. E. Hsll and 
W. W. Teague, that ferric salts act as accelerators. 

The electrical behaviour of corroding iron was studied by U. R. Evans, and 
A. L. McAulay and S. H. Bastow. U. R. Evans found that with a mixed soln. 
of potassium chloride and chromate, the chromate at the cathode plays the same 
role as oxygen. The corrosion at the water-level, Fig. 384, occurs so that inside 
the bor, the metal suffers anodic corrosion, and just outside the box the chromate 
is reduced, and the yellow soln. disappears. In the cell Fe 10-05M-KC110-05M-KC1, 
0 *02571f-K2Cr041 Fe, the iron electrode not in contact with the chromate is the anode 
and suffers corrosion, while the other electrode, immersed in the chromate soln., is 
the cathode and suffers no corrosion. Thus potassium chromate inhibits corrosion 
at-the parts where it can reach, and stimulates corrosion in the parts it cannot reach. 
A rusting sheet of iron immersed in the soln. of alkali chloride and chromate quickly 
sprouted fresh rust on the old formations. It was assumed that the chloride diffused 
through the old rust more quickly than the chromate, and set up the galvanic 
couple. Hence, concluded >U. R. Evans, if chromates are to be used as inhibitors 
of corrosion, then distribution must be uniform. The action of soln. of borates 
was studied by F. Hanaman, M. Mugdan, etc. J. A. N. Friend and C. W. Marshall 
found that borax, on account of its low solubility, is not so convenient an inhibitor 
of corrosion as sodium carbonate ; the cone, of borax required to prevent corrosion 
by 10 c.c. of a O-OlW-soln. of various sodium salts containing C c.c. of a molar soln. 
of borax in 10 c.c. of the mixed soln. are as follows. The relative amounts of 
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borax required run parallel with the relative strengthn, S, of the acidb determined 
by electrical conductivity methodfi ; thuH: 

Chloride Bromide Sulphate Iodide titrate Fluoride Acetate Sulphate Carbonate 

. 0-36 0-315 0-31 0-33 0-195 0-100 0-070 0 050 0-045 

kS . 100 97-5 82-5 98 98 17 4 83 ? 

The action of colloids on rusting. — 3. Aston observed that the anodic effect 
with iron may be obtained by various colloidal hydroxides as well as by gelatin. 
J. A. N. Friend showed that salts which tend to flocculate the incoherent corrosion 
product are likely to form a protective coat of a colloid and thus retard corrosion. 
He suggested that the comparative long life of metal vessels employed in cooking 
may be ascribed to the colloids in the food. J. A. N. Friend and R. H. Vallance 
found that the relative corrosion (water 100) produced by soln. with 0*2 per cent, 
of sucrose is 112*4 ; and with 0*2 per cent, of the following colloids .* gum acacia, 
56*9; dextrin, 54*7 ; potato starch, 54*5; gelatin, 40*9; gum tragacanth, 22*6; 
egg-albumin, 6*8 ; and agar-agar, 2*7— vide supra for the colloidal theory of 
corrosion. W. Beck and F. von Hessert discussed the retarding action of agar- 
agar, starch, silicic acid, and gelatin. 

The corrosion and tarnishing of iron exposed to air.- Am indicated above, 
P. A. von Bonsdorff 27 showed that iron remains unaltered in damp air provided 
no liquid water is deposited on the metal. J. Zumstein mentioned that a polished 
iron cross fixed on the summit of Monte Rosa in 1820, was found a year later to be 
entirely free from rust and only a slight bronze-coloured tarnish could be perceived. 
This can be attributed in part to the low temp., and in part to the purity of the 
atmosphere at high altitudes. Another famous instance is the iron column at 
Delhi, described by A. Cunningham, and V. A. Smith, believed to have been erected 
about A.D. 300. This column is practically free from rust, though it is covered by 
a bronze-coloured tarnish. R. A. lladfield attributed the immunity from corrosion 
at least as much to the purity of the atmosphere as to the composition of the metal. 
A small portion rusted in a single night when wetted and exposed in England, 
although a freshly fractured surface suffered no change wlien exposed four nights 
to laboratory air. There is also, at the British Museum, an ancient Egyptian hatchet, 
dating 700 b.c., which is free from rust. W. Rosenhain attributed the apparent 
immunity of some ancient iron to the corrosion having previously extended down 
to layers of cinder in the metal, and there stopped ; e.g. the ancient iron chains 
which assisted the pilgrims of old to climb Adam’s peak, Ceylon, have been worn 
smooth and round, without perceptible corrosion, but the outer surface is simply 
a cinder surface which protects the iron below. In Tjondon air, a portion of the 
chain rusted as quickly as any other form of iron. The mechanical protective 
influence of cinder was discussed by H. M. Howe. J. A. N. Friend and 
W. E. Thorneycroft found that some specimens of old Roman iron from Rich- 
borough and Folkestone were distinctly less corrodible than modern metal. 
J. Wallace also noticed that iron made in India in the native way does not rust 
so readily as iron made in Europe. 

In dealing with the action of atmospheric air on iron, the surface tarnish appears 
as a thin adherent film which causes discoloration, and interferes with the bright 
lustre. It will add to the weight of the metal. The film of oxide producing the 
tarnish may protect the metal below from further attack, or the tarnish may 
thicken and flake off to expose a fresh surface of metal to attack. J. A. N. Friend, 
and W. H. J. Vernon apply the term surrosion to cases where the metal increases 
in weight. In corrosion, the metal is eaten away to form a non-adherent product, 
and when this is removed, the specimen has suffered a loss in weight, (t. D. Ben- 
gough and U. R. Evans discussed the relation of corrosion to erosion, d. 7 V. N. Friend 
found that the action of air on iron is indefinitely slow at 100'', for a bright piece 
of iron-foil showed no perceptible change when kept at this temp, for 5 hrs.; even 
at 150°, no surface tarnish could be detected by mere inspection, but at higher 
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temp,, the surface was tarnished, J. Milbauer observed no change in a piece of 
polished iron after heating in dry oxygen up to 500°, and 12 atm. press. 

The tint of the tarnish produced at higher temp, depends mainly on the time of 
exposure and temp. With the conditions approximately constant, the tints of the 
films obtained at different temp, furnish the so-called tempering colours used by the 
old workmen in tempering or annealing steel. Thus, in the case of a steel examined 
by H. M. Howe, a pale yellow tint was produced at 220° ; a straw-yellow at 230° ; 
a golden yellow at 242° ; a brown at 255° ; a brown and purple at 265° ; a purple 
at 277°; a bright blue at 288° ; a full blue at 293°; a dark blue at 316°; and a grey 
at 350°. The thickness of the films is comparable with the wave-length of light, 
and they fumkh a series of interference tints with the dominant colour altering as 
the film thickens. The light is reflected from the surface of the metal and also the 
surface of the film, and as the one train of light-waves merges into the other, the 
phases may be the same or opposite to one another, and, as shown by L. Nobli, 
effects analogous to Newton’s ring colours may be produced. This subject has been 
discussed by D. H. Bangham and J. Stafford, F. H. Constable, C. F. Ramann, 

U. R. Evans, R. C. Gale, G. Jung, K. Inamura, A. Mallock, G W. Mason, F. Robin, 

L. Guillet and A. M. Portevin, J. E. Stead, V. Kohlschiitter and E. Krahenbiihl, 
C. N. Hinshelwood, M. Kiiroda, G. W. Vinal and G. N. Schramm, M. Schmierer, 
F. A. Fahrenwald, and by G. Tammann and co-workers—ride supray the passiva¬ 
tion of iron in air. C. V. Raman studied the reflection of light for various angles of 
incidence on the oxidized film and concluded that temper colours are produced by 
the diffraction of light by a granular film of oxide. B. N. Chuckerbutti supported 
this conclusion, G. Tammann and co-workers, and U. R. Evans support the inter¬ 
ference theory of the colours. The colours appear in the correct order during the 
formation of the film, and by reducing the thickness of the film, the earlier colours 
are reproduced in the appropriate order. G. Tammann and G. Siebel investigated 
the rates of change with time of the temper colours of primary cementite, pearlite, 
pearlitic cementite, and troostite, and found that if the thickness of the equivalent 
air film, u/i/x, be plotted against time, t, then, 1), where a is a constant, 

and 6 is a coefficient which decreases with increasing temp., T, so that log^ 
=log<^ 2 ’^—c(r—T q), where c is constant. There are discontinuities with nickel and 
vanadium steels which are connected with the change of a- toy-iron. The subject 
was discussed by J. S, Dunn. T, Turner showed that any colour can be produced 
by heating the metal long enough at a lower temp, than that corresponding with 
the particular tint. Thus, the straw-yellow can be obtained at 170° instead of at 
220° ; and the purple can be obtained at 170° in 12 hrs., at 220° in 1 hr. The 
subject was also examined by L. Guillet and A. M. Portevin, and C. Barus and 

V. Strouhal. According to L. Lowenherz, the results vary with the composition 
of the steel. W. C. Roberts-Austen showed that if steels be heated in vacuo, 
these colours are not produced, showing that the colours are due to the formation 
of a film of oxide. 8. Stein arrived at a similar conclusion. J. A. N. Friend found 
that the colours appear even if the air be dried by storage over phosphorus pentoxide 
for a few months, and concluded that the formation of the colours is a process of 
direct oxidation of the metal. 

G. Tammann and W. Roster, and N. B. Pilling and R. E. Bedworth studied the 
rate of oxidation of hot metals, and N. B. Pilling and R. E. Bedworth showed that 
if the vol. occupied by a given amount of the compact oxide is less than the vol. 
of the metal required to produce that oxide, the film of oxide will be porous and 
will not protect the metal from further attack. Hence, if M be the mol. wt. of the 
oxide; m, that of the metal; /), the sp. gr. of the oxide; and d, that of the metal, 
if MdjinD be less than unity, a porous oxide will be formed, and if greater than unity, 
a protective oxide will be produced if no cracking occurs. The ratio is less than unity 
in the case of Li, Na, K, 1^, Ca, Sr, and Ba ; and greater than unity in the case of Cu, 
Zn, Cd, Al, Zr, Th, Sn, Pb, Cr, W, Mn, Fe, Co, and Ni. With iron, the ratio is 2*06. 
The oxide formed when iron is heated in air is normally slaty-black and consists of 
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two phases, forming a thick outer and a thinner under layer respectively, with an 
aggregate composition intermediate between FeO and Fe 304 . It is prone to form 
as a hollow, swollen tube around the wire, the surface frequently contorted into 
grotesque shapes, very often with crests and protuberances of reddish Fe 208 , 
depending somewhat on the temp, of oxidation. When cold, the shape of these 
suggests that either during oxidation or cooling a liberation of gas occurred, puflhng 
the oxide shell out, and sometimes bursting, leaving small, crater-like mouths. 
In almost every case the oxide, when cold, was loose and of considerably larger 
internal dimensions than that of the wire it jacketed; the metal surface was 
always blue, indicating probably the fracture of the enveloping oxide layer, during 
cooling, but while still quite hot. This behaviour is apparently closely related to 
the oxygen cone, of the atm., for Armco iron generally yielded more perfect (i.e, 
smoother surfaced) symmetrical oxides in air than in oxygen, while an extremely 
perfect coating was formed during an oxidation at a much reduced press., about 
10 mm., followed by cooling in vacuo. The rate of oxidation, dWjdl—k'lH^ where 
W denotes the weight of oxygen ; H, the thickness of the oxide; and t, the time. 
Since all the oxygen which diffuses through the oxide layer goes to increase its 
thickness, W is proportional to and dwjdt=k"jWy so that W^=kt. With 
electrolytic iron in oxygen, per sq.cm, per hour is 0*17 X10“^ at 700°, 1-00x 10“^ 
at 800°, and 6*5x10“^ at 900° ; with Armco iron in oxygen, is 1-95x10“^ at 
800°, 10*1x10“^ at 900°, and 43*0x10“^ at 1000° ; and with Armco iron in air, 
is 1-06 X 10~^ at 800°, 4*9 X10-^ at 900°, and 20*5 X10“^ at 1000°. The nature 
of the oxidation product is discussed below. The quadratic rule that the quantity 
of oxygen which combines with the metal is proportional to the square root of the 
time of exposure is followed by iron in the earlier stages of the oxidation. As soon 
as the thickness of the oxide increased much, the surface became rough, fissures and 
local super-oxidized areas developed, and erratic departures from proportionality 
resulted. Armco iron oxidized at a consistently faster rate, and formed coatings 
which were, in general, smooth. The oxidation of the Armco then followed the 
quadratic rule more closely. The oxidation constant, i, for iron at a temp. T° K., 
is approximately A:=0*0(X)028T“i®’3^ and at 800°, A:=0*000100, and at 900°, 
0*00065 grm.2 per sq. cm. per hour. G. Tammann and K. Bochoff compared the 
thickness of films of oxide on iron with the thickness calculated from interference 
phenomena. The subject was also studied by T. Nishina, F. H. Constable, 
J. S. Dunn, and Y. Utida and M. Saito. The last-named found for a 2 hours’ heat¬ 
ing at 1110°, 1000°, 890°, and 770°, that iron wire gained respectively 46*55, 36*03, 
14*05, and 5*38 mgrms. of oxygen per sq. cm. According to J. Jahn, with air at : 

Moist air Dry air 

t S r ^ ^ 

IQO® 9nn“ 907“ 

Iron . , 76M 763*3 747*5 753*9 mgrms. 

Gain in weight . 0*0 0*1 0*0 0*3 mgrm. 

W. H. J. Vernon found that with copper, the rate of oxidation (tarnish) curve in a 
humid atmosphere is parabolic ; with zinc, linear; and with iron, the attack 



surface layers appear to absorb oxygen which passes into solid soln.; and when 
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supersaturated, the oxide falls out of soln. forming separate granules of free oxide; 
these granules become larger as oxidation proceeds, and eventually join together 
to form continuous layers. Although there is a fairly sharp line of demarcation 
between the oxide film and the metal below, the underlying metal is also affected, 
for the oxidizing gases find the most facile passage into the metal in the boundaries 
between the crystals, and the gradual changes from solid soln. to free oxide can be 
traced along the oxidized junctions of the crystals. Fig. 386 shows a longitudinal 
section through an oxidized steel plate, with a scale of oxide at the top, and steel 
below. The sample was etched with a cupric reagent, and the white lines indicate 
the intergranular oxides ; and similar remarks apply to the transverse section, 
Fig. 387, which shows the granular oxides between the crystals. Hence, inter¬ 
granular })rittleness may be developed in the iron. It is also believed that sulphur 
dioxide, nitrogen, and hydrogen can enter iron and steel along an intergranular 
])atli. According to E. H. Hemingway and G. K. Ensminger, after heating 1*01 
per cent, carbon steel for 6 hrs. at 1000'', there appeared on the surface delicate 
pearlitic grains representing a structure stable below the critical point. Independent 
of this structure was a second system consisting of deeply marked polygonal crystals 



Fia. 386.—Longitudinal Section show- Fig. 387.—Transverse Section showing 
ing the Intergranular Penetration of the Intcrgreuiular Penetration of 

Oxygen in Steel ( X 50). Oxygen in Steel ( X 50). 

representing-)/-iron boundaries, and also a third system independent of either, which 
was thought to represent the boundaries of former y-crystals which had been 
absorbed by crystalline growth. This outside layer of carbon-free iron was very 
thin, although with steels of lower carbon-content a layer of greater depth was 
obtained. This outside layer consisted of ferrite volatilized at the high temp, 
and redeposited below the temp, at which solid soln. exists. Any iron oxide existing 
on or in the steel would tend to cause decarburization by breaking down the 
cementite. G. Tamraann and H. Bredemeier considered that the caj)illary cavities 
or channels, found in sound metals, probably following the lines where three crystal 
grains meet, are responsible for the access of oxygen to the interior. The porosity 
of the metal has been previously discussed. F. H. Constable, J. If. 8. Dickenson, 
G. C. McCormick, W. H. Hatfield, F. Korber, F. Korber and A. Pomp, H. Scott, 

C. J. Smithells and co-workers, W. Schroder, H. Haedicke, and F. S. Tritton and 

D. Hanson discussed the formation of films of oxide on iron; E. C. Rollason, 
intergranular corrosion ; and J. Cournot and L. Halm, the effect of polish on the 
rate of oxidation. 

U, R. Evans pointed out that in most cases where iron rusts while it is in contact 
with a liquid, the rust accumulates outside the pits ; but in atmospheric corrosion, 
where the main surface is dry, water may remain in the pores or pits produced by 
previous corrosion, and rust will be formed within the pore— cf. Fig. 388. The 
rust occupies a much larger volume than the metal producing it, so that (i) the 
pore or pit may become plugged with rust and corrosion wUl cease—Fig. 388; 
(ii) the liquid will be gradually forced out of the pore or pit by the press, developed; 
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or (iii) the press, will cause the metal to disintegrate, and corrosion will penetrate 
further. With pores perpendicular to the surface, the disintegration of the metal 
is less likely to occur than where the pits run parallel to the surface as in rolled 
metal, Fig. 389, where the corrosion produces flaking. A. G. E. Matheson discussed 
the structure of the rolled metal. J. Newman discussed the tendency for ray)i<* 



Fio. 388.—Atmospheric Corrosion- Fio. 389.—Atmospheric Corrosion- 

plugging. flaking. 

corrosion to occur in the “ sheltered crevices and nooks ’ on structural steelwork ; 
and E. F. Law, a failure due to the imperfect welding of a tie-rod which led to the 
collapse of the roof of a London station. Faulty riveting may produce local 
corrosion. In all these cases, as U. R. Evans showed, the crannies and nooks may 
become filled with water, and anodic corrosion by difierential aeratioil currents 
may be induced. 

L. H. Pfeil observed that when iron or carbon steel or alloy steel is oxidized 
at a red-heat, in air, it does not form a homogeneous deposit, but rather a series of 
three layers : (i) an outside layer consisting mainly of ferric oxide or a mixture of 
b8-7 per cent, of ferrosic oxide and 31*3 per cent, of ferric oxide ; (ii) a middle layer 
ill a lower state of oxidation containing ferrous and ferric oxides in the proportion 
approximately 3:1; and (iii) an innermost layer, in contact with the unoxidized 
metal, is still richer in ferrous oxide. The layers, of course, are not uniform in com- 
])08ition ; it is probable that they vary in composition through their cross-section, 
becoming richer in iron on jiassing inwards. Roughly, the outside layer occupies 
about 10 per cent, of the total scale thickness ; the middle layer, about 50 per cent. ; 
and the innermost layer, about 40 per cent, when the iron has been heated from 
3 to 7 days in air at 1000°. When the oxidation is severe, each layer can be 
separated more or less completely from the other layers, though it is rarely possible 
to separate the whole of each layer from the other layers and from the core. There 
may be disturbances: for instance, blistering affects the layer formation, and 
considerable fluctuations of temp., and the presence of certain impurities may 
spoil the three-layer deposit. The scale is normally smooth, compact, and free 
from cracks and fissures in spite of the fact that the oxidation involves an expansion 
of the order of 1(X) per cent. Foreign substances on the surface of the iron are not 
forced away by the formation of the scale, but they remain unmoved and become 
completely enveloped by the scale. When the oxidation is slow, large crystals of 
the scale may be formed exhibiting plain crystal faces, so that sometimes the scale 
surface shows in high relief. H. (\ II. Carpenter and C. F. Elam described the 
formation of crystalline deposits on iron heated in vacuo. They ascribed the scale 
formation to the occluded, oxidizing gases driven from the iron on heating, and they 
added that the oxide of iron originally produced is isomorphous with a-iron, and 
the orientation of the oxide produced on any given crystal of iron is determined by 
the orientation of the a-iron itself. L. B. Pfeil added that the scale formation can 
be produced on electrol>i:ic iron, high- and low-carbon steels, alloy steels, and cast 
iron, provided the partial press, of the oxygen is suited to the other experimental 
conditions. It is almost immaterial whether the oxygen be supplied as gaseous 
oxygen at a low pressure, as an oxygen and inert gas mixture, as a reactive gas 
like CO2, or as a compound, such as iron oxide, which gives off oxygen owing to 
dissociation. Variations in the appearance of the scale are mainly dependent on 
the form of the crystal faces. There is good reason to suppose that a solid soln. 
series belonging to the cubic system exists at high temp, over the composition range 
of crystalline scales. Many different forms belong to the cubic system, the 
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cominoii^st developed in magnetite being the cube, the octahedron, and the 
rhombododecahedron. It is often found that the form3 which develop in a substance 
vary with the conditions (temp., press., etc.) under which the crystals grow. 
Fig. 390 is from a photograph of the scale crystals by L. B. Pfeil. 

L. B. Pfeil showed that any explanation of the scaling of iron must explain the 
formation of the crystals, and also how it is possible that the outer layers of scale 
on alloy steels can be free from the alloying element. The two outer layers of 
scale form a dense, glassy deposit, and the idea that iron is progressively oxidized 
by the forcing of the already formed scale away from the metal core by the press, 
exerted by the new scale forming beneath does not explain the facts. If oxygen 
molecules diffused along porous paths in the glassy scale- e.ff. through cracks-- 
oxidation would corrode the iron irregularly, and the oxidation at the bottom of 
a crack or porous place would automatically seal the oxygen path and oxidation 



Fios. 390 and 391.—Crystals of Iron Scale (X 10). 


there would cease. N, B. Pilling and R. E. Bedworth imply that the iron oxide 
acts as a carrier for oxygen—the oxygen dissolving in the scale and diffusing through 
to the core owing to the oxygen gradient, and J. H. Whiteley, that ferric oxide 
is formed in the scale, and reacts with the iron below to form ferrous oxide. It 
is probable that there is a continuous series of solid soln. over the major portion 
of the iron-oxygen system from ferric oxide to ferrous oxide, with a gradually 
decreasing dissociation pressure on passing from the higher to the lower oxygen- 
cCntent. Thus, where the scale is in contact with the air the soln. will be enriched 
in oxygen, but this enriched layer will not be in equilibrium with that beneath, 
so oxygen will pass inwards until it finally reaches the iron, with which it combines 
to form ferrous oxide. D. W. Murphy and co-workers said that the nature of the 
oxidation of iron or steel at elevated temp, which results in scaling, can be predicted 
from the equilibrium in the systems Fe-Og-C, and Fe-Oa-Hg ; and D. W. Murphy 
and W. E. Jominy studied the influence of atm. and temp, on the behaviour of 
steel in forging furnaces. 

L. B. Pfeil reject^ the hypothesis that the outside of the scale is that which 
is formed first at the initiation of the oxidation, and that further oxidation displaces 
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the first-formed scale bodily outwards. He said: At the interface of iron and 
scale, iron is being continually dissolved in the scale, so that the iron is converted 
into oxide forming part of the scale deposit. There is thus an outward diffusion of 
the iron through the scale to the interface of scale and air. The outer part of the 
scale is thus the last to form, and the middle portion the first to form. No volatile 
compound is known whose transitory existence would play such a part, and hence 
it is necessary to assume a counter current diffusion—iron diffusing outwards and 
oxygen inwards through the scale deposit. It is not of essential importance whether 
the iron diffuses as iron atoms or in some other form. It is difficult to picture the 
diffusion of iron combined with oxygen (as ferrous oxide, for example) in a solid 
soln. of iron and oxygen, and consequently for the sake of simplicity the diffusion 
of iron atoms has been described. Reference has been made to the soln. of iron in 
the scale. It is immaterial whether the iron be converted into ferrous oxide first 
and then dissolved in the scale, or whether the iron dissolves directly in the scale. 
The essential feature is that scale is normally unsaturated with iron, and that 
metallic iron will join such scale if the two are heated in contact. In support of his 
hypothesis, L. B. Pfeil showed (i) that a scale of higher oxygen-content will give 
oxygen to a scale of lower oxygen-content; (ii) that metallic iron is oxidized by a 
scale rich in oxygen; and (iii) that iron can pass outwards through the scale to 
the surface. 

Similar results were obtained by I. Kotaira in the oxidation of cupriferous steels, 
A. Ledebur, L. B. Pfeil, and P. Bardenheuer and K. L. Zeyen discussed the effect 
of carbon on the results. The subject was studied by U. R. Evans and J. Stockdale, 

K. Hofmann, 0. Lellep, G. C. McCormick, J. H. S. Dickenson, and O. Lutherer 
and E. R. Weaver. Electromotive forces of relatively large intensity have been 
observed between the film and the metal, and the subject has been discussed by 

S. Bidwell, 8. P. Thompson, J. Franz, J. M. Gaugain, H. C. F. Jenkin, and 
C. Barus and V. Strouhal. The effect may be thermoelectric, or galvanic in which 
the electrolyte is the solid film. The oxidation of cast iron is accompanied by a 
marked increase in bulk-t’ic/c infra, the growth of cast iron. 

Heat-resisting alloys.— Alloy steels, etc., intended to resist oxidation at high 
temp, were discussed by numerous observers. 

L. AiUhison,** N, Armanii, K. W. Bailey, H. N. Basaett, A. Beiisel, C. K. Brophy, 
H. C. H. Carpenter, P. Chevenard, J. D. Corfield, J. H. S. Dickenson, J. W. Donaldson, 

T. (i. Elliot and co-workers, K. Endell, F. A. Fahrenwald, H. J. French, E. Schuz, 
A. Fry, J. Galibourg, C. Grard, H. Gruber, R. A. Hadfield and co-workers, H. H. Harris, 
W. H. Hatfield, O. Hengstenberg and F. Bomefeld, T. Hoffmann, E. Houdremont and 
V’. Ehmcke, G. H. Howe and G. R. Brophy, C, H. M. Jenkins and co-workers, C. M. Johnson, 
H. Jungbluth and H. Muller, 

J. F. Kayser, F. Korber and 
A. Pomp, L. Losana, A. Me- jo 
Gance, R. S. MaePherran, 

C. E. MacQuigg, S. A. Main, ^ 

J. A. Matthews, A. Michel, 

E. Morgan, F. K. Neath, ^ 

T. H. Nelson, H. D. Newell, ^ 

A. L. Norbury and E. Mor- 
gan, W. Oertel and A. Sche- ^ 
pers, A. E. Perkins, H. D. Phil- ^ 
lips, R. J. Piersol, E. P. Poste, ^ 

W . Rohn, W. Rosenhain and 
C. H. M. Jenkins, R. J. Sar- 
jant, B. J. Sayles, O. Smalley, 

S. W. G. Snook, L. W. Spring, Fio. 392.—^The Heat-Resistance of Metals. 

L. J. Stanbery^ J. Strauss, 

W. B. Sullivan, R. Sutton, C. Upthegrove and D. W. Murphy, and E. Valenta— vide 
chromium-iron alloys. 

F. A. Fahrenwald reported the results indicated in Fig. 392 for the resistance 
offered by various metals to high temp, oxidation. 

The scaling of iron similarly refers to the formation of a surface layer of oxide 
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when iron or steel is heated in furnaces ; iron scale is thus distinct from rust in that 
one is formed at an elevated temp., and the other is formed at ordinary temp, by 
surface oxidation. The scaling of iron was investigated by H. T. Angus and 
J. W. Cobb,2o W. H. Blackburn and J. W. Cobb, J. W. Cobb, J. H. 8. Dickenson, 
J. 8, Dunn, W. H. Hatfield, 0. Lellep, G. C. McCormick, C. B. Marson and 
J. W. Cobb, R. Mitsche, J. H. G. Monypenny, R. Stumper, D. W. Murphy and 
co-workers, A. L. Norbury, J. E. Stead, W. Schroder, and Y. Utida and M. Saito. 
R. L. Kenyon compared the high temp, oxidation of Armco iron, and mild steel, 
expressing the results after heating the metal for different periods of time, fis tlie 
rate of scaling in inches per 1000 hrs. over the entire period of the test: 

Time . 1672 .‘1826 (>140 7tKH> 12,295 13,400 Jirs. 

Armco . 00105 0*0099 0*0001 0*00472 0*00453 0*00427 0*00391 

Mild Steel 0*0111 0*(K1693 0*005(4 0*00584 0*00790 0 00753 0*00787 

The peeling of maUeahle cast iron was studied })y F. H. Hurren, W. H. Poole, 
and ♦!. W. Gardom. According to D. H. Ingall and H. Field, temp, near 950” 
are most conducive to peeling. The faster the rate of heating to this temp, the 
greater the tendency to peeling. The peel consists of a layer or layers of ferrite 
containing granules of free oxide as inclusions. When this layer is once formed, 
growth will occur with time and suitable temp, conditions. The phenomenon of 
peeling is a result of oxidation, which commences between 900” and 940”. Once 
this oxidation has begun, the growth of the oxide layer is a result of a race between 
the rate of oxidation and the rate of carbon supply from the interior. 

The erosion of guns by gases, etc., was discussed by F. Abel and E. Maitland, 
P. R. Alger, A. E. Beilis, A. Bennington, E. Berl, E. Bravetta, H. C. H. Carpenter, 
P. Charbonnier, C. Cranz, W. Crozier, E. Demenge, F. A. Fahreiiwald, li. Fay, 
M. Graziani, R. H. Greaves and co-workers, J. Haniiy, If. M. Hinve, 11. G. Ho worth, 
W. J. Huff, H. Hugoniot and H. Sebort, H. J. Jones, W. Klever, A. Lanfroy, 
H. H. Lester, M, Letang, D. C. McNair, A. Mallock, A. Nol)le, M. Okochi, F. Osmond, 
H. Peloux, E. Piantanida, W. C. Roberts-Austen, E. B. D. Secondo, P. 8iwy, 
W. W. de SveshnikofE, D. K. Tschernoff, T. G. Tulloch, L. Vasseur, P. Vieille, 
H. E. Wheeler, H. E. Yarnell, and A. G. Zimmermann. J. E. St(»ad studied the 
action of blast-furnace gases on iron ; U. R. Evans, and H. B. Dixon, the action 
of the products of combustion of coal gas ; J. Parker, the action of town gas ; and 
A. W. Carpenter, L. Losana, A. Danzer-Ischer, U. R. Evans, A. de Waele, P. Siedler, 
H. F. Johnstone, F. L. Wolf and L. A. Meisse, 0. W. Storey, W. Gurnz, and 
W. H. Hatfield, flue gases, exhaust gases from motors, air in railway tunnels, and 
the products of combustion of coal. Coal with chlorides (q.v.) corroded when coal 
without chlorides did not. The presence of sulphur dioxide (q.v.) is a source of 
rapid attack. 

The corrodibility of different kinds of iron and steel. -Vide infra for the various 
alloys of iron. The general effect of alloys on the corrodibility of iron and steel 
was discussed by P. Kotzschke and E. Piwowarsky.^^ \ I^ayen, and J. Newmann 
observed that grey cast iron corrodes more readily than white cast iron, or bar iron. 
R. Mallet observed the following results expressed in terras of the corrosion factor : 




4’oul sea¬ 

Foul ri\t*r- 

Clear river- 


water 

water 

water 

water 

Wrought iron 

. 100*0 

118*6 

68*8 

12*3 

Cast iron . 

63*6 

20*5 

40*4 

9*9 

Chilled cast iron 

64*4 

63*1 

51*2 

12*9 

Cast iron (skin removed) 

77-6 

127*8 

64*4 

23*5 


The chilled metals are more susceptible to attack than the metal cast in green-sand, 
due, he supposed, to the exterior of the chilled casting not being homogeneous ; he 
said that “ the voltaic action produced at the surface of chilled cast iron, by want 
of its homogeneity, increased the corrosion of the metal to a greater extent than its 
greater density and hardness, and small amounts of uncombined carbon are capable 
of retarding corrosion, in comparison with other sorts of cast iron.’* Wrought iron 
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corrodes faster than cast iron except in clear river-water. In clear river-water, 
wrought iron is nearly as resistant as cast iron, and more so than chilled cast iron. 
When the outer skin is removed from cast iron, it is more susceptible to corrosion, 
and it then approximates more closely to wrought iron. L. E. Gruner found that 
cast irons and spiegeleisen resisted atm. corrosion better than steels, but in sea-water, 
steels were more resistant. T. Andrews found that cast irons did not resist sea-water 
so successfully as wrought irons and low carbon steels, although there is little to 
choose between them and 0-5 per cent, carbon steels. J. Aston and C. F. Burgess 
foimd the corrohion factors for the metals exposed to atm. influences : open-heartJi 
iron, KK); Swedisli wrought iron, 83 ; open-licarth steel, 91 ; Bessemer steel, 65 ; 
and medium-grained grey cast iron, 78. E. H(‘yn and 0. Bauer observed for the 
corrosion factors : 


Sle(‘l 

Wroii^lil iniji 
('list iron 


J)is1 il]< d w,\l< I 

. loo 
103-7 
97-3 


'I'ap-waf < r Oru* per cent. NnCI 

100 100 
104-8 103-7 

93-2 98-6 


Obsorvationa on tliia subject wore made by W. Ackennaiin, D. Adamson, F. Andrews, 
K. Arndt, J. H. Baker, L. J. Chapman, F. C. Calvert, J. Collins, A. S. Cushman, H. Diegel, 
G. M. Enos, U. K. Evans, J. Farqiiharson, J. D. Ford, A. G. Fraser, J. A. N. Friend and 
C. W. Marshall, W. P. (Jerhard, B. Girard, L. E. Gruner, J. T. Haddock, E. Heyn and 
O. Bauer, H. M. Howe, W. E. Hughes, B. Kosrnann, O. KrOhnke, F. Kupelwieser, Langbein- 
Pfanhauaer Werko, Ji. (\ Me Wane and H. J. Carson, S. Maximowitsch, F. Mcnne, 
M. Meyer, H. Otto, W. Palmaer, U. Phillips, H. Pilkington, H. S. Rawdon, E. L. Rhead, 
W. D. Kicliardson, M. lludelofl, M. Schromin, G. Schumann, J. Scott, F. N. Speller, 
1). M. Stiiekland, T. N. Thompson, W. Thompson, B. H. Thwaite, M. Uellenhof, 
W. H. Walker, (C C. and M. C. Whi]»ple, W. G. Whitman and E. L. Chappell, 
J. 11, Wuol.son, and numerous others. 

There arc many differences of opinion as to the relative merits of steel, wrought 
iron, and cast iron in resisting corrosion. H. M. Howe, for example, obtained the 
opinions of thirty-seven shipbuilding firms as to the relative corrodibility of wrought 
iron and steel; and of these, seven regarded steel as the more corrodible, eight 
regarded WTouglit iron as the more corrodible, and twenty-two were uncertain, or 
considered that there w'us no preference. T. Andrews made tests extending over 
years, and concluded that wrought iron is decidedly the better material. 

F. N. Speller preferred steel; K. A. Hadfield considered wrought iron better resists 
the action of sea-water. J. A, N. Friend’s observations showed that the superiority 
of wrought iron, if it exists at all, is comparatively small. H. M. Howe and 
B. Stoughton came to a similar conclusion, but they found that steel was far less 
liable to pitting. An analogous conclusion was drawn by A. S. (hishman, J. D. Ford, 

G. Johnstone, W. Marriott, 11. Otto. R. Irvine, W. H. Gibson, A. Schleicher, 
G. J. Snelus, F. N. Speller, T. N. Thompson, R. H. Gaines, H. Wolbling, 
W. H. Melaney, F. H. Williams, R. Finkener, etc. K. Arndt found tliat whilst 
cast iron rusts uniformly over the surface, the rusting of wrought iron and mild 
steel is confined to local areas. The difference is due to the adherent character of 
the protective oxide film on cast iron which is not readily dislodged by rust, whilst 
the film on wrought iron and steel readily scales off and allows tlie spongy rust to 
form. Alterations of wetness and drpiess are better resisted by cast iron, and for 
the same reason. W. Parker found that various steels and wrought irons resisted the 
action of cold sea-water to the same extent, but steels suffered more than wrought 
irons when exposed to London air ; and steels differed as much amongst themselves 
in their resistance to corrosion as they differed as a body from the wrought irons. 
M. Rudeloff also exposed plates of wrought iron, acidic steel, and basic steel to the 
action of dry air, the air outside exposed to rain, etc., smoke, furnace gases, ditch- 
water, and sea-water. The results showed as much variation amongst themselves 
as do steels as a class and wrought irons as a class. A. S. Cushman, and L. J. Chap¬ 
man said that wrought iron corrodes less than steel. A. G. Frazer found acidic and 
basic steel plates resisted corrosion in air, river-water, and salt soln. equally well; 
but in dil. sulphuric acid, basic steel had the advantage. W. G. McMillan came to 
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the same conclusion. Close-grained cast iron is generally superior to steel and 
wrought iron; and, as emphasized by G. Murdoch, and D. Spataro, provided the 
metal is fre’e from blow-holes. B. H. Thwaite compiled the available data for cast 
and wrought iron, and the relative values for corrosion are : 


Wrought iron 


Cast iron< 


skin intact 
skin removed 


Foul Clear Foul Clear City and 

sea-water sea-M-ater river-water river-water sea-air 

10-460 3*855 7*680 0-666 6-690 

3-50 3-386 2*034 0-604 2*637 

12*275 4-738 3*884 0*684 4*763 


Hence, the outer skin formed in the casting acts as a preservative coating. M. Mug- 
dan found that steel behaves like soft iron, whilst cast iron always showed a greater 
tendency to rusting. S. D. Carothers observed that in sea-air cast iron is less liable 
to rusting than plain carbon steel, but some varieties of cast iron break down rapidly. 
Some results by W. H. Hatfield are given in Table LIII —vide supra for the action 
of sea-water on cast iron, etc. R. Girard found that with low concentration of acid, 
iron and steel behave similarly, but at higher concentrations, polished iron is attacked 
more quickly than steel. A. Schleicher and G. Schultz found with a rusty and a 
clean wrought iron plate immersed in water, the latter acts as cathode, and with a 
clean wrought iron and a cast iron plate, the former acted as cathode. 


Table LIll.—T he Action of Reagents on Diffebent Vabietiks of Iron and 

Steel. 



Hydrochloric acid 

Nitric acid 

Sulphuric acid 




Cone. 

N 

v: 

N 

10 per 
cent. 


Wrought iron . 

O'Uie 

0-2217 

0*1263 

0*6399 

0*1462 

0*3610 


Mild steel 

0-0860 

0-1812 

0*1164 

0*6868 

0*1052 

0-1032 


Cast iron 

0-1340 

0-3280 

0*1022 

0*1300 

0*1364 

0-1168 


High Si (tantiron) . 

0-0007 

0*0009 

0-0003 

0*0008 

0*0010 

0-0006 


Stainless steel . 

0*0638 

0*1799 

0-0111 

Nil 

0*0871 

0-1126 




— 


Acetic 

Citric 

Ammo- 

Magncflinra 


Water 

Sea-water 

^ inegar 

acid 
(33 per 

acid 
(5 per 

nium 

chloride 

chloride 

1 (1 i>cr 




■ ■ ■ 

cent.) 

cent.) 1 

|<5 percent.)! 

1 cent ) 

Wrought iron . 

0*0161 

0*0036 

0*0100 1 

0*2023 

0*1076 i 

0-0084 ’ 

0-0033 

Mild steel 

0*0160 

0*0047 

0*0032 

0*1492 

0*1468 

0-0124 j 

0-0036 

Cast iron 

0*0226 

0*0040 

0*1901 

0*4819 

0*1404 

0-0101 1 

0-0032 

High Si (tantiron) 

0*0002 

0*0006 1 

0*0004 

0*0003 

0*0012 

0-0003 i 

0-0004 

Stainless steel . 

Nil 

Nil 

Nil 

0*0232 

0*0422 

0-0014 

0-0018 


Many purified metals are more re.sistant to corrosion than commercial metals. 
This inertness may be due to tlie homogeneous nature of the material preventing 
any but very feeble corrosion currents being set up between different parts, or else 
a passive state being produced by the formation of a uniform, protective film. 
L. Losana and G. Reggiani ^3 found tempering steel normally increases its resistance 
to corrosion. B. Lambert and co-workers found that highly purified iron is not 
corroded in the presence of aerated water under conditions where ordinary iron rusts 
rapidly. H. E. Armstrong attributed this to passivity. W, E. Hughes observed 
that electrolytic iron from a chloride bath quickly rusted, owing to the inclusion of 
traces of chlorides. When iron is deposited from a sulphate bath, it did not rust 
when wrapped up in filter-paper, and stored in a box. Observations on the 
apparent inertness of highly purified iron were made by D. J. Demorest, G. P. Fuller, 
N. S. Kurnakoff and A. N. Aschnasaroff showed that the eutectic with alloys slowly 
cooled is coarse-grained, and fine-grained if rapidly cooled. The alloys in the former 
case were readily attacked by some reagents, while the latter resisted attack. 
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L. Aitchison also found that many metals which formed a solid soln. with iron tend 
to reduce the attack by dil. acid, and soln. of sodium chloride, but metals which do 
not form such soln. render the iron more susceptible to attack. 

J. A. N. Friend tested the action of aerated water on steels with between 0*05 
and 0*32 per cent, carbon. There is not a marked difference in the rates of corrosion, 
and the differences do not always follow the carbon- 
content. In general, there is a slightly increased 
corrosion with an increase in the carbon-content of 
the steel. This agrees with the result of L. Aitchison, 
who found that steels having between 0*07 and 1*46 
per cent, of carbon show very little difference in 
their resistance to corrosion in a 3 per cent. soln. 
of sodium chloride. There is a maximum rate of 
corrosion near the eutectic with about 0*9 per cent, 
of carbon. G. M. Enos observed that the corrosion 
of steel by aerated distilled water is not much affected 
by the carbon-content. The work of H. M. Howe, 

A. Sang, A. Ledehur, W. 1). Richardson, G. Dillner, 0. Krohnke, G. Bardenhauer 
and K. L. Zeyen, K. Daeves, U. R. Evans and R. T. M. Haines, H. Otto, and 
W. Parker indicated that the resistance offered by steel to corrosion increases 
with the proportion of hardening carbon. H. Endo found the losses, expressed in 
grams per sq. cm., during 5 hrs.’ attack, at ordinary temp., with iron containing 


*1 


0-0l5\ 


0 —! 




1 


O’lO 


0-08 


a0‘0S 




Per cent carbon 

Fig. .393.--The Effect of Car¬ 
bon on the C(»rrofiion of Iron 
by Acicls. 


Carbon 


(HaS 04 
Loss! HCl 
(hNOj 


0 0.31 0 .')2 0 64 0 96 1 16 1 32 1-41 percent. 

0CK)197 () (K)270 - 0-00338 0 00470 0 00534 0 (K)702 0 00762 

0 0(8)92 0 00210 -- 0 00328 0-00401 0-00481 0-00568 

0-07981 0 08079 0 08303 0-08590 0-08741 0-09135 0-09204 0-09074 


This shows that the losses with the three acids vary almost linearly with in¬ 
creasing proportions of carbon. The rate of dissolution of steel is greatly influenced 
by the state of the carbon, as well as by 
the condition of the aggregation of the 
existing phases. P. Bardenhauer and 
K. L. Zeyen found that cast iron in which 
the graphite is coarsest is least attacked 
by xV-HCl, A-H0HO4, and iV-CHaCOOH, 
but no definite relations were observed 
with iV-HN ()3 ; on the other hand, 

0. Kotzschke and E. Piwowarsky ob¬ 
served that within the usual limits of 
graphite, the physical characteristics of 
the graphite have no effect on the metal 
in corroding media. L. Aitchison found 
that the corrosion by 10 per cent, sul¬ 
phuric acid is a maximum on steel with 
about 0*9 per cent, of carbon. E, Heyn 
and 0. Bauer observed that the state of 
the carbon in steel exerts a very great 
influence upon the rate of dissolution of 
the metal, at 14“-18°, in 1 per cent, sul¬ 
phuric acid. H. Endo repeated the work, 
and his results are summarized by the 
curves in Fig. 393. Here the losses in 
weight are in grams per sq. cm. The 
results with different periods of time are 



Anneabng or tempering temperatures 


Fig. 394.—^The Action of Dilute Sulphuric 
Acid on Steels Tempered at Different 
Temperatures. 


similar with steels with the 0*5 and 0*9 per cent, carbon. Thus, the rate of 
dissolution decreases up to about 150°, it then increases very rapidly in two stages 
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“between 150'’ and 300"^, and between 300'^ and 4(X)^\ After passing the maximum 
at about lOO"", the dissolution decreases rapidly until it becomes nearly constant 
in the range from 550'^ to TCX)"". H. Endo said : 

The decrease of the dissolution up to about 150" is due to the cliango of the retained 
austenite into martensite and also to the gradual change of the a*forrn of martensite to the 
/5-form. From 170*^, the carbon dissolving in the martensite begins to sot free partly as 
carbon itself and j)artly as very fine peu'ticlos of cementito, the sej^aration taking place 
most actively at about 250° ; hence the rapid increase of the dissolution. The maximum 
dissolution at about 400° is due to the formation of cemontite from the separated carbon 
and the groimd mass of iron, and also to the coagulation of cementite particles to form fine 
crystals, tliese changes producing the very fine structure known as osmondite. The decrease 
of dissolution seen jn the range of 400° to 550° may bo attributoii to the coalescing of the 
cementite and to the recrj^stallization of ferrite crystals which result in the reduction of the 
degree of heterogeneity of the structure, and the further grain-growth of cementite above 
550° has no effect on the corrosion. 

E. Heyn and 0. Bauer s observations were made with a hard steel having 
0-95 per cent, of carbon ; 0*35, of silicon; 0*17, of manganese; 0*012, of phosphorus; 
and 0*021, of sulphur. One set of their curves for steels with different proportions 
of carbon, and tempered at different temp., is shown in Fig. 394. They said : 


The shapes of the curves in Fig. 394 reveal some interesting features. According to the 
opinions hitherto prevailing, and still held by some, the transition of the martensite of 
hardened steel into the pearlito of annealed steel is continuous tliroughout the intermediate 
stages of tempering. This would lead one to suppose that the curve of solubility in dil. 
sulphuric acid, instead of showing any sharply defined peaks, would form a lino indicating 
the gradual transition from the solubility of martensite to that of pearlito. Tho curve, 
however, runs up to a sharply defined maximum at a temp, of 400 . Tho simplest and most 
obvious explanation of this phenomenon is as follows ; The transition of the martensite 
from the unstable phase below 700° into the stable phase of pearlito, duo to tempering, does 
not proceed directly, but indirectly through an intermediate metastable form, to which tho 
name of osmondite has been given. Osmondite is tlio most soluble of all tlie forms inter¬ 
mediate between martensite and poarlite. As tho tempering temp, gradually increases, 
tho martensite first gradually changes into osmondite, until at 4fi0° the whole mass consists 
of this alone. In order to prevent confusion in nomenclature, tlio term troostite has been 
retained for the designation of the intermediate states between martensite and osmondite, 
and for the stages intermediate between osmondite and pearlite the term sorbite is used. 
If the tempering temp, is raised above 400° there again occurs a gradual transition from the 
readily soluble osmondite to the less easily soluble px?arlite. Such transitions from a pre¬ 
liminary condition to a stable final condition. 






Tempering orannedLin^ temperatures 


through one or more less stable intermediate 
conditions, are of not infrequent occurrence in 
j)hysical and chemical processes. Another re¬ 
markable point is the low value for the solu¬ 
bility at a tempering temp, of 100°, whicli 
differs little from that of untempered steel. 
The variation lies, however, within tho margin 
of error for tho process, so that whether still 
another m(*tastable form occurs is not yet 
proved. 

T. Malsushita and K. Xagasawa s re¬ 
sults with 1 per cent, sulphuric acid are 
ahown in Fig. 395. K. Heyn and 0. Bauer 
observed that a definite maximum occurred 
when the percentage of carlmn was only 
0*07 ; with mild steel, there was a minimum 


Fig. 395.—The Action of Dilute Sulphuric on the solubility curve for the quenching 
Acid on Steels Tempered at Different femp. 1000" to lOSO", and also two maxima 
Tempe-ratures. respectively at 850' to 050^ and 1100“ 

to 1250'’, The solubility of tempered carbon steel in dil. sulphuric acid rapidly 
decreases when the tempering temp, lies between 450' and 5(X)'’; and from 550'^ 
upwards there is no appreciable change of solubility up to the Ac^-point, indi¬ 
cating that the coagulation of the pearlite is almost complete at 550"'. T. Mat¬ 
sushita and K. Nagasawa accordingly classify the temper structures of quenched 
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steel: 100° to 300° -iiiartensite and troostite; 300° troostite; 300^ to 400 — 
troostite and sorbite; 400° sorbite (osmondite) ; 400° to 550°- sorbite and 
granular pearlite; and 550° to the Acj-point— granular pearlite. (\ Chappell 
examined the influence of carbon on the corrodibility of the following steels : 



Cnrboii 

Slliroii 

MaiiRancfic 

Sulphur 

Phnsphoru'^ 

Aliiinlnimn 

No. 1 . 

. 0*10 

0-019 

0-091 

0^030 

0-011 

0*02 

No. 2 . 

. 0-24 

0-037 

0-072 

0-028 

0-015 


No. 3 . 

. o-:io 

oo;io 

0094 

0-021 

0-012 


No. 4 

. 1 -55 

0053 

0-100 

0-020 

0-017 

0-03 

No. 5 

. 0-81 

0-048 

0-168 

0-028 

0-016 

— 

No. 0 

. 0-96 

0-018 

0-133 

0-027 

0-014 

0-02 


The results are indicated in Table LIV. The corrodibility of rolled, normalized, 
and annealed steels rises to a maximum as the proportion of carbon increases to the 


1'ablk LIV.— The Effect of Carbon on the Corrodibility of Steel by 

Sf A-WATER at 12". 


Treatment 

Ste< I No. 

Carlien 
per rent. 

Lobs after 91 
immersion, per rrnt. 

Loss after 166 days’ 
immersion, per rent. 

Annealed at 900^^ foi 2U 

1 

010 

0-366 

0-752 

hrs. and slowly cooled 

2 

0 24 

0124 

0-803 

.3 

0-3O 

0-416 

0-801 


4 

0-55 

0-425 

0-848 


5 

0*81 

0-481 

0-941 


(; 

0-96 

0-461 

0-881 

Normalized at 900" and 

1 

0-10 

0-424 

0-786 

cooled in air . 

2 

0-24 

0-433 

0-812 


3 

0-30 

0-435 

0-827 


4 

0-55 

0-515 

0-971 


5 

0-81 

0-588 

1-088 


h 

0-96 

0-512 

1-042 

Kolled 

1 

0 1(1 

D-399 

0-743 


2 

0-21 

0-385 

0-758 



o:io 

0-375 

0-771 


4 

0-55 

0-478 

0-872 


.*» 

0 HI 

O-508 

0-955 


6 ’ 

' 0-96 

0-456 1 

0 862 

Quenched from 800" m 

1 

1 1 

1 j 

1 10 1 

0-413 i 

0 771 

water . . . 

2 

0-24 

0-543 

0-981 


3 

1 0-30 j 

0-534 i 

0-010 


4 i 

i 0-55 

0-564 

1-088 


5 1 

1 0-81 i 

(1-603 

1-124 

1 

G i 

1 0-96 

L 

1 0-671 j 

1-119 

Quenched from 800 ; ' 

1 

1 0 10 

0-337 

0-699 

tomiwjrod at 400" . , 

2 

0-24 

, 0-384 

0-803 

1 

3 

0-30 

1 0-477 

0-971 


4 ! 

0-55 

0-560 ' 

1-067 


5 

0-81 

0-568 

1-111 

1 

6 

0-96 

1 0-591 1 

i - - ^ i 

0-391 1 

M84 

Quenched from 800" ; i 

1 

010 

0-754 

tempered at 500° 

2 

0-24 

J 0-398 1 

0-757 


3 

0-30 

1 0-447 

0-806 


4 

0-55 

0-544 

0-903 


5 

1 0-81 

0-568 

0-930 


0 

0-96 

1 0-570 ' 

1 0-956 


sat. point 0*89 per cent, carbon, and it decreases with a higher proportion of carbon. 
With quenched and tempered steels, there is a continuous increase in corrodibility 
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as the proportion of carbon rises to 0*96 per cent., and no maximum appears. 
Quenching increases the corrodibility to a maximum; annealing tends to reduce 
it to a minimum ; and normalizing gives intermediate values. In agreement with 
the results of the action of dil. sulphuric acid, tempering reduces the corrodibility 
of quenched steels, and the extent of its influence varies with the tempering temp.— 
vide supray chemical properties, and corrosion of iron. C. Chappell and F. Hodson 
showed that the corrodibility of steel increases as the percentage of carbon increases ; 
that hardened steels are less liable to corrode than annealed steels. The subject 
was studied by L. Aitchison, 0. Bauer and 0. Vogel, C. Chappell, V. Duffek, 
G. M. Enos, and R. A. Hadfield and J. A. N. Friend. W. Schreck observed that 
graphite in cast iron increases the rate of dissolution in acids ; whilst P. Bardenhauer 
and K. L. Zeyen, and P. Kotzschke and E. Piwowarsky observed that the mode 
of graphitic separation and the quantity per cent, area did not affect the corrodi¬ 
bility of cast iron —vide local elements. The effect of various alloying elements 
on the corrodibility of iron was discussed by G. F. Burgess, A. 8. Cushman, G. Del- 
bart, V. Duffek, E. Piwowarsky, R. Girard, H. Baumeister, etc.— vide the alloys of 
iron. 

M. Rudeloff inquired if rusting affected the mechanical properties of the under¬ 
lying metal, and found that rusting diminishes the elongation of the metal, and this 
diminution is relatively the greater the greater the degree of elongation of the metal 
before rusting. The tensile strength is also diminished, and the degree, as also in 
the case of the elongation, appears to be proportional to the duration of the rusting. 
The degree to which the wires could be bent and twisted was most seriously affected 
by rusting at the commencement. After seven months' exposure to rusting this 
seemed to have almost entirely ceased to have any influence on these last-mentioned 
properties. Busting also rendered the wires distinctly brittle, while the reduction 
of area had been diminished by as much as 10 per cent, in the worst portion. 

The effect of mechanical treatment on the corrosion of iron and steel has been 
examined by T. Andrews who concluded that the effect of stresses of various 
kinds—tension, torsion, and flexion—on the corrosion of various kinds of iron and 
steel is to make the unstrained metal electropositive to the strained metal, so that 
the unstrained metal was less liable to corrosion than the strained metal. 
W. H. Walker and C. Dill, and V. Chappell and F. Hodson, came to the same 
conclusion, but the very opposite conclusion was drawn by C. Hamljuechen, 

T. H. Turner and J. D. Jevons, B. Garre, J. H. Whiteley and A. F. Hallimond, 
R. A. Hadfield, C. H. Desch, C. F. Burgess, and H. Endo— vide supra. G. D. Ben- 
gough and co-workers considered that the effect of internal strains is of minor 
importance in the corrosion of metals in distilled and industrial waters, (i. P. Fuller 
said that the high resistance of electrolytic iron to chemical corrosion is further 
increased by cold-work. P. Breuil found that the corrosion of cast co}>per steels 
is less than with rolled steels, and he attributed the phenomenon to the greater 
fineness of the rolled steel. Observations were also made by M. F. Cloup, and 
A. Portevin. According to T. W. Richards and G. E. Behr, if a difference of 
potential does exist between the strained and unstrained portions of a rod, the effect 
must be eictremely small. J. A. N. Friend said that strained portions of a metal 
may sometimes act as anode, and at other times as cathode —vide supra. 

The distribution of corrosion in a manner dependent on the stresses is often 
ascribed to the change of potential produced by the stress. Thus, W. Spring, and 
W. H. Walker and C. Dill have shown that an e.m.f. can be produced from a cell of 
the type; Cold-worked metal | Salt soln. | Annealed metal, and the cold-worked 
metal is usually the anode or attackable pole. Similarly, an unequally annealed 
piece may behave in this respect as if it were composed of two different metals. 

U. R. Evans, indeed, showed that corrosion may follow the highly deformed parts 
where capillary channels are also laid open —vide supra. C. Barus concluded that 
in rupturing a piece of iron, “ as much as one-half of the work done in stretching 
up to the limit of rupture, may be stored up permanently ” in the strained iron. 
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'rhis energy will be released when the metal is oxidized, and hence, other things 
being equal, the strained metal will be attacked more readily, the potential of the 
strained metal increasing with the strain. C. F. Burgess, C. Hambuechen, E. Hcyn 
and 0. Bauer, and J. A. N. Friend found this to be the case in acidic media, and 
the results, summarized in Fig. 596, show that the rate of corrosion in 0-1 per cent, 
sulphuric add is roiiglily jjroportional to the elongation of the steels with up to 1*35 
per cent, of carbon. Incident \lly, the steel with the eutectic proportion of carbon 
was the most readily dissolved. J. A. N. Friend also exposed the same steels 
in neutral water e.g. in tap-water, artificial sea-water, and with alternate wet 
and dry exposures- and o])served no appreciable difference in the results wdth the 



/l!Y rent t Initiation Cent met res from fracture 


Fig. 396.—t’ho Effect of Strain on tlio Fig. 397.—3116 Effect of Tensile 

Corrosion of Steel by Dilute Sul- Strains on the Corrosion of Iron, 

phuric Acid. 

strained and unstrained metals, although some alloy steels showed a difference. 
0. Tanunann observed generally tliat, other things being equal, metals are less noble 
after cold-working, that is, they are more readdy attacked after being liardened by 
strain than when in the soft state. If the reverse results are obtained, other dis¬ 
turbing factors may be involved grain-size, etc. 

II. Endo found the losses in weight, in grams per sq. cm., during 72 hrs.' action 
in I ])er cent, sulphuric acid, at 25', of portions of liroken test-bars cut in J, 2, . . . G 
oentiinelre-portions from tlie tensile fracture. The maximum tensile stress - 
kgrms. per sq. cm. of tlic carbon alloys, and of Armco iron - free from carbon ~ 
were : 

Carbon . 0 0 1 0-3 0*5 0-7 0 0 M 1-3 pen cut. 

Strt‘s.s . 3200 3000 5140 5500 7300 8000 7970 7000 

The results showing tlie effect of tensile strains are ])loti(*d in Fig. 397. Tlie 
amount of corrosion runs parallel with the amount of deformation so that where the 
stress is greatest, the greatest corrosion occurs, and thi^ with a steel containing 
0-9 per cent, of carbon steel. The effect of car])on is shown more clearly in Fig. 398, 
where the tension refers to tlie portion nearest the seat of fracture. The results 
with torsional strain are similar, the loss in weight, in 72 hrs. in 1 per cent. Milphurii* 
acad at 25°, increases w ith the amount of torsion. The maximum Ios‘^ also occurnsl 
with the 0*9 per cent, carlxui steel. The effect of carbon is more clearly sliowai in 
Fig. 398 where tlie torsion wais obtained l)y twisting the test-piece through 720 . 
The most severe attack by the acid occurs where tlu' Twist greatest. In agreement 
with this, B. Garre observed that the rate of dissolution of iron in dil. sulphuric acid 
increases linearly with the number of twists to w^hieh the metal has l)eeii subjected. 
Twisted rods become softer after being immersed in 1 per cem. sulphuric acid. 
The annealing of a piece of bent iron decreases its rate of dissolution in acid, but not 
fio much as to make it dissolve at the same rate as the unbent metal. 
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H. Eudo also examined the effect of compression strains* and found that the 
losses, expressed in grams per s^. mm. during 72 hrs.’ action of 1 per cent, sulphuric 
acid at 25^^, here increase with the load, but the maximum effect was not obtained 
with the steel containing 0-9 per cent, of carbon. With impact strain* the effect 
of a number of repeated impacts small enough to cause no permanent deformation 
is inappreciable. 



Number of torsions (twists) Per cent of carbon 

Fig. 398.—The Effect of TorsioDal Fig. 399.—The Effect of Carbon on 

Strains on the Corrosion of Iron. the Corrosion of Steel under I'ennile 


and Torsional Strains. 


J. H. Whiteley and A. F. Hallimond found that the jiroducts of the reaction of 
normal and cold-worked iron on nitric acid, with 33-5 grins, of HNO3 per 100 c.c. 
at 100°, are very different. Thus, using 0*3 grin, of iron : 


XT (Normal . 


1 Cold-worked 


Drilling 


1 (Normal . 


NO 

NjO 


NH 3 

9r»() 

10 

30 

1-2 c. 

500 

20 

50 

16*7 , 

750 

20 

60 

5*5 , 

55 0 

40 

4-6 

130 „ 

660 

3-5 

70 

7-5 ,, 

460 

20 

7 0 

16-4 „ 


By plotting as ordinate the weight of iron consumed in forming the nitrogen and 
ammonia in accord with lOh’e-f 361INO3=^10Fe{NO3)3 f 3N2-f l^HjO, and 8Fe 
-|-27IIN03 ~8Fe(N03)3-f 3NH3+9H2O, and as abscissse, the cone, of the acid in 



Fig. 400.—The Fatigue and Corroaion-Fatigue Tests 
of Iron-Carbon Alloys. 


grams per KK) c.c., a curve 
characteristic of the reaction 
is obtained and it can be 
termed the reaction curve. 
Wire deformed by twisting 
or drawing yields progres¬ 
sively advaiK'ing reaction 
curves. The measured dif- 
fereiu'es in the composition of 
the gases arc produced by an 
amount of energy which, if 
developed as heat, would not 
raise the temp, of the material 
by V. The results for twisted 
and drawn wires are taken to 
show that cold-working takes 
place in two stages : (i) the 


elastically strained crystal units are brought into an interlocked condition; and 
(ii) the (Tvstal structure is progressively l)roken up with the production of the 
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so-called aiiiurplious material. Tlie effect of cold-work is removed by annealing 
at 520'". The energy differences due to differences in grain-size produce no 
Hp})reciab]e difference in the reaction curves with nitric acid. J. II. Whiteley and 
A. F. Halliinond also examined some carbon steels and found similar results. 
They also inferred that the ferrite component of pearlite is in a partly strained 
condition. 

Observations on the simultaneous effects of stress and corrosion were made by 
H. Baucke, H. .1. Gough and D. G. Sopwith, N. P. Inglis and G. F. Lake, 
E. Jonson, W. \\ Jorissen, A. P. Hague, G. D. Lehmann, and R. R. Moore. 
I). J. McAdam observed that when metals are simultaneously subjected to 
corrosion and fatigue, failure may occur at stresses far below the endurance 
limit—fatigue test and the effect w’^as designated COrrosion fatigue. Severe 
corrosion prior to fatigue, lowers the fatigue resistance much less than a slight 
corrosion simultaneously with fatigue. The damaging effect of corrosion is greater, 
the harder the vsteel. The following rejjresent some of the results of the static and 
endurance tests obtained when the corrosion was due to a fresh, carbonate water ; 
and witli metal ranging from ingot iron with 0-033 per cent, of carbon through 0*11 
to 1-Oil per cent, carboi^ steels : 


CarVion 

()()3.3 

on 

0 24 

0*3<i 

0-49 

1*09 })or cent. 

Tensile strength 

43,900 

46,400 

59,200 

79,200 

82,900 

103,400 lbs. per sq. in. 

Elongation . 

45*5 

47-5 

37-8 

31*3 

27-8 

29-5 per cent, in 2 ins. 

Reduction area 

75-0 

720 

59-0 

48-7 

4.3-7 

50*8 per cent. 

Endurane<' limit 

24,000 

25,000 

27,000 

34,(H)0 

34,000 

42,000 lbs. |X*r sq. in. 

C’orrosion fatigue . 

20,000 

16,0(X) 

16,000 

25,000 

23,000 

23,000 


The fatigue tests were conducted with 1450 revs, per minute. The abscissae of 
Fig. 4(K) re])resent the logarithm of the number of revolutions, and the ordinates, 
the stresses, H. W. Gillet, R. P. Haigh, A. P. Hague, G. 1). Lehmann, A. M. Biiinie, 
F. N. Speller and co-workers, N. P. Inglis and G. F. Lake, and T. S. Fuller also 
studied corrosion fatigue ; and A. M. Binnie, the effect of oxygen on the corrosion 
fatigue. 


References. 

' A. S. Oushinaii, Journ. Franklin Inat., 171. 345, 1911 ; 1). M. Buck, Prm\ Amer. Hoc, 
TeMing Maleriah, 19. 224, 1919 ; Tran.s. Anur. Ekctrochem. Soc., 39. UK), 1921 ; K. A. Hadtield, 
Proc. Hoy. Soc.y 101. A, 472, 1922 ; Pnn\ Imt. Civil Eng., 214. 120, 1922 ; C. H. Descb, Machinfry, 
28. 131, 1910 ; .1. T. Milton, Mech. Engg.., 22. 530, 580, 1908 ; R. J. McKay, Chtni. Met. Engg., 
82. 432, 1925 ; K. H. 8chul/., Jhis Mdall, 113, 1918 ; E. H. Schulz and R. Kuhnel, Cintr. Htitt, 
Wahwerke, 714, 1913; B, I). Saklatwalla, Haw Malfrial, 5. 11. 1922; E, Mivass, Korrosom 
Metallschutz, 2. 1, 1926; W. Wiodcrholt, ih., 3. 10 , 1927; 8. 35, 1932; W. H. Creutzfeldt, 
Arch. EiftcnhuttniwfK<« n, 1. 2. 1927 ; \V. S. Johnston. Pou^r, 74. 87, 121, 155, 1931. 

* L. AitcliLson, Journ. Iron Stal htsf., 93. i, 77, 1916; Chtm. Met. Engg., 15. 88, 1916; 
Trans. Faraday AV>r., 11. 212, 1916 ; R. J. Anderson and (J. M. Enos, Trans. Amer. Soc. Steel 
Treating, 4. 589, 647, 1923 ; Anon., Trans. Faraday Soc.. 19. 156, 1923 ; Journ. InJ. Eng. Chem., 
17. 335, 1925; L. Archbntt, Engg.. 93. 786, 824, 11112; J. Aston, Iron Tra/hs Her., 56. 423, 
1915; W. 1). Bancroft, Pntc. Anur. SfM‘. Tt^ting Materials. 22. ii, 232, 1922; C. O. Bannister, 
Inm Coal Trades Her.. 117. 768, 1928; (1. Bauer, Mitt. Materialyrufungsand. 32. 448, 1914; 
40. 65, 1922; Cas Wnssfrfach, 68. 6S.3, 7(U. 715, 1925; Stahl Kisen, 36. 1021, 1916; 38. 113, 
1918 ; J. R. Biivlis, Mf(h. Eng.. 48. 1133, 1926; H. H. Beeny. Trans, .\iuer. Ehctrorhrm. Soc.. 
48. 135. 1925; ‘C. 1). Beimoncrli, Journ. Jnsf. Metals. 3. 28. 89, 1911 ; 5. 28. 1911 ; Foundry 
Trade Journ., 38. 80, 1928 ; Journ. *SV>r. (Jicm. hid. -(Jiem. hid.. ^2. 195, 228, 19,33 ; Engg.. 91. 
96, 136, 1.37, 1911 ; 125. 80, 1928; ii. I). Bengou^h and O. F. Hudson, Jouin. htd. Metah. 21. 
37, 1919 ; G. I). Rengough and R. M. .lones, ib.y23. 6.5, 1920 ; G. I). Bengough and K. May. ih.. 
32. 103, 1924 ; (i. I). Ih»ngoiigh, J. M. *Stuait and A. R. Ix-e. /Vrv. Hoy. Soc.. 116. A, 425, 1927 ; 
G. E. Benyon, Journ. Soc. ('hem. Jnd.- (^hem. hid.. 52. 359, 1933 ; \V. Blum and B. S. Ra\idon. 
Trans. Amer. EUctrochem. Soc.. 52. 403, 1927 : G. Breach, Hcv. Mei., 7. 433, 1910 ; G. E. Burgess, 
Chem. Met. Engg.. 26. 772, 1922; W. ^S. ('aleott, Proc. Eiig. Soc. BV.s/ Pa., 15. 677, 1923; 
W. 8. Calcott and J. C. Whetzel, Trans. Amer. hist. ("hem. Eng., 15. 1, 85, 142, 192.3; Proc. 
Eng. Soc. RV/ff Pa., 81. 193, 1915; J. L. Campbell, Eng. News, 72. 255, 1914; C. M. (’hap- 
man, Proc. Amer. Soc. Testing Materials, 11. 615, 1911 ; Iron Age, 88. 99, 1911 ; G. Chaudron, 
Chim. Jnd.^2%> 273, 1931 ; P. Chiaria, (Horn. Farm. Chim., 79b 3it), 1930 ; J. E. Chitlam, Journ. 
Phys. Chem., 34. 2267, 1930 ; \V. M. Corse, Min. MH., 6. 55, 1924 ; Journ. Ind. Eng. Chem.. 
17, 335, 1925; J. (Nmrnot, ('ompf. Hcnd.. 193. 1091, 1335, 1931 ; W. H. Creutzfeldt, Stahl 




468 INORGANIC AND THEORETICAL CHEMISTRY 

jE’lvh, 48. 228, 1928; .-In//. L'isuthhUrnirt^seHy 1. I, 1927; K. Oruwr, Proc, Cleveland Inal, 
Kng,, 148. 1909; A, S. (^ushrujui, Jotini. Fuinkhn Inst., 178. 133, 1914; Pioe. Amer. Soc. 
Testing Matn ials, 8. 238, 1908 ; ,J. Czochralsky and K. »Schmid, ZeAt. Metallkuvde, 20. 1, 1928 ; 
n. (). DavKs, Chnn. Eng., 5. 174, 1907; V. H. l)f>cb, Lon Age, 85. 895, 1910; Joum. Ikccv/ 
SviUtand Iron Etal Inst., 17. 30, 1910; Trans. Amn. Elcctrocketn. A^or., 46. 241, 1921; 

(J. DickiiLson, Bull. Brit. Cast I ton Besiurch, 11, 1926 ; J. W. Donaldson, Jrmi Steel Ind., 4. 
313, 1931 ; V. DulTek, Korrosion Metullsvhni:.. 2. 149, 152, 183, 1926 : 3. 49, 1927 ; G. M. Etioh, 
Jvurn. 1ml. Eng. Chtm., 17. 793, 1925; »S. Evans, Journ. Sue. Chem. Ind., 34. 204, 1916; 

U. 11. Emihs, Jontn. Enniklin Jnsl., 208. 45, 1929 ; Chun. Age, 9. 540, 1913 ; Journ. Oil Colour 
.4.S.SVX'., 6. l.X), 1923 ; 7. 29, 43, 1924 ; Engg., 121. 667, 1926 ; Metal Ind., 29. 130, 162, 1925 ; 
31. 348, 493, 1927 ; 32. 231, 1928 ; Trans. Liverpool Eng. Soc., 47. 207, 1928 ; Joum. Soc. Chrn. 
Ind., 46. T, 347, 1927 ; 47. T, 65, 62, 73, 1928; Ealure, 118. 51, 1926; Journ. Birmingham. 
Met. S(u:., 9. 621, 1925 ; Tracis. A?nf'r. Electrochem. Soc., 46. 247, 1924 ; 67. 407, 1930 ; Journ. 
Soc. Chem. Ind. — CJtcm. 7??//., 46. 604. 1926; Chem. Met. Engg., 30. 949, 1924; 1^. R. Evans and 
R. T. M. Haines, Jerum. Soc. Chem. Ind., 46. T, 363, 1927 ; C. G. Fink, Journ. Ind. Eng. Chem., 
14. 338, 1922 ; H. O. Forrest, Proc, Amer. Soc. Testing Materials, 29. ii, 35, 1929 ; W. Fraenkcl, 
Ziit. Mctallkunde, 15. 91, 161, 1923 ; Stahl Eisen, 43. 886, 1923 ; O. R. J. Frazer, D. E. Ai ker- 
niann and J. W. 8ands, Journ. Ind. Eng. Chem., 19. 332, 1927 ; ('. Fremont, Essais des fers et des 
aciers par corrosion, Paris, 1910 ; J. A. N. Friend, Joum. Iron Steel Inst., 77. ii, 5, 1908 ; 80. ii, 
257, 1909 ; Journ. Iron Steel Inst.—Carnegie Mem., 16. 131, 1927 ; Joum. West Srxdland Iron 
and Steel Inst., 31. 74, 1924; Proe. Birmingham Met. Soc., 8. 243, 1922; Joum. Oil Colour 
('h* m. Assoc., 7. 7, 48, 1924 ; (r. W. Fuller, Eng. Bee., 61. 550, 1910 ; T. S. Fuller, Trans. Amer. 
ElecirtKhem. Soc., 39. 199, 1921 ; Trans. Amer. Soc. Steil Treating, 3. 94, 1922 ; A. F. Ganz, 
Tran^. Amer. Electrochem. Soc., 14. 151, 1908 ; W. W. 11. G(‘e, internat. Zeit. Metallog., 2. 178, 
1912; J. H. Gibboney, Proe. Amer. Soc. Tisttng Materials, 30. i, 221, 1930; P. Girard, liev. 
Met.. 23, 361, 407, 1926 ; R. Glocker, Korrosion Metallschulz, 4. 35, 1928 ; G. Goldbt^rg, Giesscrei 
Ztg., 6. 530, 1909; F. Goudrain, Chem. Weekhl.. 16. 1270, 1919 : A. Gradenwitz, Brass World, 
19. 123, 1923 ; K. J*. (rrigorowiisoh, Rev. Buss. Met. Soc., 1. 70, 115, 1914 ; W. Guerticr, Intemat. 
Zeit. Mitallog.. 2. 178, 1912; JSaturuAss., 2. 97, 249, 289, l‘)14 ; MeMl Ind., 29. 530, 1926 ; 
Trans. Amer. Eleefroehem. Soe., 33. 671, 1926 ; Trans. Amer. Soc. Sttel Treating, 13. 759, 1928 ; 
(r. Guidi, MetalluArtschaJt, 10. 645, 1931; M. liaius, Korrejsion Meiallschuiz, 2. 272, 1920; 

W. Haase, Chem. Fabrik, 169, 184, 1931 ; R. A. Hadfield, Eng., 133. 414, 1922 ; Engg., 113. 
419,1922; P. oc. Cm7 214. 83, 1922 ; Trans. aSW., 11. 183, 1916 ; R.A.Had- 

field and J. A, N. Friend, Chem. Met. Engg., 15. 45, 1916 ; Joum. Iron Stiel Inst., 93, i, 48, 1916 ; 
R. A. Hadfield and E. No’wbury, Proe. Bay. Soe., 93. A, 56, 1917 ; (). Haebnel, Korrosion Mctnll- 
schulz. 2. 42, 1926 ; O. Haebnel and M. Werner, ib., 2. 42, 182, 1926 ; (\ Hambuecken, Chem. 
Met. Engg., 1. 73, 1902 ; H. H. Hanson and W. K, ix'wis, %b., 10. 646, 1912 ; Internat. Congi. 
Appt. Chem., 21. 43, 1912; W. H. Hatfield. Eng.. 134. 639, 1922; Journ. HVs/ Scotland Iron 
Steel Inst., 39. 77, 1932 ; J. Hausen, Mflail Erz., 23. 649, li>26 ; Zeif. angeu'. Chem., 40. 96, 198, 
1927 ; A. Herrero and M. dc Zabiria, Jemrn. Iron Steel Inst., 118. ii, 109, 1928 ; (r. I’Hoir, Bu/l, 
Ae^soc. Erotc Unir. Louvenn, 30. 101, 1930; J, 0. Hudson, Journ. Soc. Chem. Ind., 52. 69, 3', 
1933 ; (1. F. Hudson, and G. 1). Rengough, Iron anel Steel, Eondon, 150, 1913 ; W. K. Hughes, 
('hem. Met. Engg., 29. 53(5, 1923; E. G. .larvis, Brei^s World, 17. 220, 1921 ; <1. dohnston, Jentrn. 
Ind. Eng. Chern., 15. 904, 1923 ; F. C. .lones, Proe. hi.yf. Marine Eng., 25. 593, 1914 ; G. R. Jones, 
( hem. Trade Jemru.. 70. 274, 1022 ; C. P. de Jonge, Wv.dern Gas, 8. 81, 1932 ; W. P. Jorissen, 
Chem. News, 111. 56, 67, 78, 1915 ; Erigg., 98. 512, 1913 ; Zeit: emgew. Chem., 23. 2305, 1910 ; 

V. V. Kendall and E. S. Taylerson, Proe. Amer. Soc. Testing Materials, 29. ii, 37, 1!)29 ; 

W. Kistiakowsky, Ztfit. Etekirochem., 31. 625, 1925; (). Koet/scbke, Foundry, 57. 817, 863, 
1929; T. Kuozynsky and M. Smialowsky, Prizemysl. (Vian., 15. 52, 99, 1931 ; G. de Latfre, 
Protectiem des mitaux contre la corrosion, Paris, 1927 ; E. Maass, Korrosiem Metallschutz, 5. 1, 
1929; E. Maass and E. Liebrcieli, Zeit. angrw. Chem., 37. 897, 1924; Korrosion Metallschutz, 
6. 49, 1930 ; R. J. McKay, Trans. Arner. Electroche m. Soc., 41. 201, 1922 ; ('hem Met. Engg., 32. 
432, 1925 ; W. J^. Mainwaring, Iron Aeje, 89. 409, 1912; <r. Masing, Zed. Metaltkunde., 22. 321, 
1930 ; A. Matagrin, Bohrenind., 22. 8t), 120, 1929 ; Ixi Neiture, 57. 212, 354, 1929 ; W. Menzel, 
'Zeit. Berg. liutt. Seil., 55. 447, 1907 ; P. I). Meric.i, Trans. Amer. Inst. Chem. Eng., 18. 1, 1026 ; 
J. T. Miit-on, Mech. Eng., 22. 530, 580, lfM)8 ; J. P. Mdton and W. .1. I^arkc, Proe. Inst. Civil 
Eng., 154. 138, 1903 ; Engg., 75. 561, 1903 ; J. Mitchell, Jour?}. West Scotland Iron Steel hist., 
33. 72, 1926 ; F. Miiller, Zeit. anejew. ('hern., 43. 225, 1930 ; G. A. Muntz, Eng., 103. 598, 1907; 
J. Murray, Quart. Journ. Science, 25. KHi, 1828 ; IHngler's Jemrn., 31. 76, 1829 ; 1). V. On.slow, 
World Power, 2. 14(5, 1924 ; \V. 1. Overbeck, t mschaa, 3(50, 1925; W. Palmaer, Korrejsiem 
Metalhrhufz, 2. 3, 33, 57, 1926; Tik. Tats., 56. 17, 27, 1926; H. F. Passano and A. Hayes, 
Prex'. Amer. Soc. Testing Materials, 29. 38, 1929; W. 11. Patrick and W. H. Walker, Journ. 
Ind. Eng. Chem., 3. 239, 1911 ; W. Peters, Appiiatibau, 37. 63, 1925; A. Pickworth, Trans. 
North-East ('eiast Inst. Eng. Shipbuilders, 38. 509, 1922 ; E. Pietsch, E. Josephy, B. G. Eggebrecht 
and W. Roman, Korrosiem Metallschutz, 7. 57, 1932; H. i^odhorsky, Arkiv. Kem, Feirm., 5. 
89, 1931 ; A. M. Port<*vin, Bev. Met., 26. 606, 635, 1929; W. Ramsay, Trans. Liverpool Etigg. 
Sejc., 43. 63, 1922 ; H. Reininger, Giesscrei, 14. 541, 1927 ; E. L. Rhead, Journ. Munie ipal Coll. 
Tech. Manchester, 12. 41, 1926 ; E. K. Rideai, Surveyed, 44. 848, 1913 ; E. A. Richardson, Chem. 
Met. Engg., 12. 759, 1914 ; E. A. dYid L. T. Richardson, ib., 15. 450, 1916 ; Trans. Amer. Electro- 
chem. Soc., 30. 243, J916 ; 31. 195, 1917 ; L. T. Riebardson, ib., 37. 99, 1920 ; Chem. Met. Engg., 





IRON 


m 


22. 845, 1920; W. 1). Kichardsoii, ib., 23. 243, 1920; Tnuui. Amcr. Iml. (Jfum. Eng., 13. I, 
169, 177, 265, 1921 ; Trans. Amer. Ehctrochcm. Eoc., 38. 265, 1920 ; F. Koekacri, ^ CiVrs ySptciaux, 
3. 346, 1929; B. D. Saklatwalla, Chem. Met. Engg., 27. 592, 647, 1922 ; Trans. Amer. Eleciro- 
chem. Soc.y 46. 223, 1924 ; Journ. Ind. En^. Ckem., 15. 39, 1923 ; V. Sallard, Tech. Moderne, 21. 
673, 1929 ; P. D. Schcnck, Cheni. Met. Engg., 33. 357, 1926 ; A. Schleicher, Mel.y 6. 182, 201, 
1909; A. Schleicher and Schultz, Slahl Eisen, 28. 50, 1908 ; E. K. 0. Schmidt, Zeit. MetalU 
kunde, 22. 328, 1930; W. van Scholten, Oas Wasserfachy 71. 872, 1928; E. Schott, (Uuckavf, 39. 
858, 1902; E. H. Schulz, A’lVn, 48. 1393, 1928; 50. 1266, 19.30; H. Schwcrdtfe^rcr, Zeit. 
avgew. Chcm., 2. 37, 45, 1927 ; Knrrosion Metallschvtz, 1. 1, 1925 ; W. 11. 11. Shaw, Beunut, 12. 
269, 1923 ; M. Siegel, Corrosion of Metals and Materials by Acids and Alkalies, Washington, 1922 ; 

J. M. Smith, Jovrn. Jnst. Loco. Eng., 14. 9, 1924; G. Soderberg, Monthly Rev. Electroidatirs' 
Sor., 18. 15, 19.31 ; F. N. Speller, /W. Ewf. Soc. West Pa., 22. 472, 1907 ; 79. 478 , 1907 ; Proe. 
.'Inier. Soc. Testing Materials, 31. ii, 7, 1931 ; Jmirn. Ind. Eng. ('Jam., 17. 3.39, 1925 ; Corronon : 
(^ansts and Prei'cniion, New Vork, 1926; Year-Book Anar. Iron Steel Jnst., 272, 1926; Metal 
('ongress, 18. 48, 1930 ; F. N. S}K‘ller and V. V. Kendall, Journ. Ind. Eng. Chim., 15. 134, 1923 ; 
B. Stoughton, blng. Mag., 41- 626, 1921 ; D. M. Strickland, i'hnn. Met. Kngg., 26. 116.j, 1922 ; 
Journ. ind. J^Jng. Chem., 15. 566, 1923 ; 11. S. Strickland, l*roc. Amer. Soe. Te-ding Materials, 22. 
ii, 227,1922 ; 26. ii, 116.5, 1926 ; P. Stumper, Korrosion MetaU-sehutz, 3. 169,1927 ; G. W. Thomj)- 
Nun, Trans. Amer. Inst. Vlam. Eng., 3. 222, 1910 ; .1. F. Thompson, Journ. Ind. Eng. ('him., 39. 
213, 1922 ; M. Thornton-Murray, Iron Coal Trades Rev., 76. 2087, 1908 ; P. F. 3'hompson, iVor. 
Australian Imd. Min. Mil., 87, 1932 ; W. M. Thornton and J. A. Harle, Trans. Faraday Soc., 21. 

23, 1925 ; E. E. Thum, (Ji^m. Mii. Engg., 26. 301, 1922 ; B. 11. Thwaite, ('onerete ('onslr. Engg., 1 . 
46, 1906 ; F. Todt, Z/cit. Ver. deut. Zneker Ind., 79. 1, 680, 1929 ; Zeit. Elcktrochem., 34. 586, 
853, 1930 ; T. 11. 33irncr, Hint Treating Forging, 15. 8 () 0 , 1929 ; T. Turner, TJie MiUdlurgy of 
Iron, London, 413, 1920; PriK'. South Staffs. Iron Steil IForA'-s Managers, 6.5, 1894 ; 
W. H. J. Vernon, Trans. Faraday Soe., 19. 839, 921, 1923 ; 23. 167, 1927 ; Met. bid., 30. 440. 
1927 ; Journ. Birmingham Met. Soe., 7. 438, 1919 ; J. Voszdka, Banyas Kuh. Lapok, 63. 9, 35, 
1930 ; W. H. Walk(*r, /Vor. Amer. Soc. Te.sting Materials, 9. 431, 1909 ; Journ. bid. Eng. ('hem., 
1, 295, 1909; Engg. Rie., 59. 222, 1909; ('hem. Mel. Engg., 14. .388, 1{)16 ; Trans. Amer. 
Ehctrochcm. Soe., 29. 433, 1921 ; 39. 53, 1921 ; W. H. Walk(T, A. M. (’eflerholrn and L. X. Sent, 
Journ. Amer. Chem. Soc., 29. 1251, J9(>7 ; ,f. M. Weiss, (^hem. Mit. Engg., 33. 4.30, 1926; 
M. Werner, Korrosion MitaKsehufz, 2. 6.3, 182, 1926 ; W. G. Whitman, Chim. Riv., 2. 419, P.)26 ; 
W, (L Whitman and E. L. ('iiap^Hll, Journ. Ind. Eng. ('hem., 18. .533, 1926; W. G. Wliitman, 
('. Walker and B. J*. Russell, ('hem. Mil. Engg., 30. 671, ltt24 ; W. R. Whitiu'y, Journ. bid. 
Eng. ('hem., 17. .38.5, 1925; W. Wied(‘rhoIt, Korrosion Mefa/lschut:, 3. 10, 1927; H. Wiidand 
and W. Franke, Liebig's Ann., 469. 2.57, J929; L. (\ Wil.son, Eng. Mag., 48. 517, 667, 849, 
R)15 ; E. de Winiwarter, Riv. Cnir. Mines, (7), 18. 1.30, 1928 ; W. I’. Wood, ('hem. McL Engg., 
28. 769, 1923 ; Tran-'i. Amer. Soe. Stn/ Treating, 7. .321, 1925 ; F. von WurzlernlxTirer, Sehirriz. 
Bniizig., 74. 91, RR9 ; IF. IL ViTbury, Journ. Jnst. Elect. Eng. SupjJ., bl. 118, 1919; /Voe. 
Insf, Mech. Eng., 54.5, 1929 ; S. .1. Zt'igler, Journ. Amir. Soc. Xaval Eng., 26. 3, 1914. 

B. J, Anderson and G. M. Enos, Trans. Amir. Soe. Testing Mahriah, 24. ii, 259, 735, 1924 ; 
i<. J. And(*rson, (L M. Enos and .1. IL Adams, Bull. Carnegie Jnst. Coal Mining, 6 . 1, 1923 ; 

K. Arndt, ('lum. ZAg., 34. 435, 1078, 1910 ; .). Aston and V. E. Bnrgt'ss, Tran-^. Amer. Ehctrorhem. 
Soe., 22. 219. 1912 ; .1. A. AnpfK'ile, Proe, Amer. Sor. 7'esting Materials, 15. 119, 1915 ; IT. Bahlik, 
MCalihorse, U. 1905, 1929, 1924; Calviniizing, London, .57, 1926; Metal Ind., 2S. Xi, 1926; 
W. E, Jbillard, ih., 31. .5,34, 1927 ; W. I). Bancroft, Proe. Annr. Sor. Tt '^ting Alatnials, 22. ii, 232, 
1922 ; W. H. Bassett and K, A. Hedworth. Journ. bid. Eng. ( hem., 17. 346, 1925 ; W. H. Bassett 
and C\ H. Davis. Trans. Amer. Inst. Min. Eng., 71. 74,5, 1925; O. Baner, Mitt. Materialprii- 
fungsamf, 32. 448, 1914; 40. t>5, ltl22 ; 5V. Beck, Eonosloii Mefa/lsrhiifz, 6 . 201, 1930; 
H. H. B('eny, Tran'i. .\mer. Ehiirttch m. Soc., 48. 10.3, 1925; (L I). Beiigough, Miial Ind., 31. 
5K8, 1927 : Foundry Trade Journ., 38. 80, 1928; Kngg., 125. 80, 1928 ; (L 1). Ik'iniough and 
Xb B. Evans, But. Non-Ferrous Mifals, Rts. Assoc., 21, 1925; G. 1). Bengoimh, .f. M. Stuart 
and A. IL Ia*a, Proe. Hoy. Soc., 116. .A, 42.5, 1927 ; 134. A, ,308, 1931 ; brh. Puhl. Anur. Inst. 
Min. Fug., 177, 1929 ; E. Bloiigli, Ahtal bid., 27. 76, 192.5 ; I^roc, Amcr. Soc. Testing Mafiiials, 
25. li, 1.56, 1925 ; W. Rlum and IL S. Bawdori, Treins. Amer. F.hctrochem. xSoe., 52. 40,3, ll>27 ; 
H. M. Boylston, Iron Age, 121. 1665, 1928; ('. E. liurge.ss, Proe. Amcr. Soc. I'l-ding MafinaJs, 
3. 17, 1905; W. S. Galeott, Joinn. Ind. Eng. (-hem., 16. 677, 192.3; W. S. Caleott and 
d. ('. Whetz(4, Trans. Ame^. Inst. ('hew. Eng., 15. 1, 8.5, 142, 1023 ; d. A. Lapp, /Vor. Amer. xSoe. 
Testing Materieds, 14. 474, 1914; S. Ghapman, ib., 20. ii, 411, 1!)20; C. M. Ghapnian, 
Wahr IVorLs’ Snvirage. 79. 282, 19.32 ; d. B. CldouiH'k and \'. Z. Danes, ('hem. Chzov, 7. 141, 
1932 ; W. A. Goojht, Proe. Anar. So(\ Testing Materials, 27. i, 183, 1927 ; ,1. Gournot, Ihil/. Soe. 
Chim., (4), 47. 802, 19,30; Coniyt. Rend., 193. 1091, 1335, 1931 ; d. Gournot and M. ('haiissain, 
<V>., 194. 1823, 1932; S. (5)wper-(\)les, Engg., 118. 825, 1924; G. if. Deseh, ,7o//r«. Sor. ('hem. 
/ad., 34. 3.59, 1915; H. Diegel, Verh. IVr. Beford. Gewerbfleis-\is, 82. 9,3, 157, 1903; Proe. Inst, 
('ivil Eng., 153. 406, 1903; G. Dorfiniiller, Deut. Zvekrrind., 55. 981, 1930; V. DutTek, Cns 
Wasserfach, 72. 127, 1929; Korrosion MctalUc}iutz,b.Xl, 1929 ; W. IL Erickson and G. A. Kirst, 
Trans. Amer. Eicctrorhim. Soe., 46. 339, 1924; U. 11. Evans, ib., 57. 407, 1930 ; Metal Ind..Zt. 
34s, 493, 1927; F. F. Farnsworth and (h J). Hoeker, 'Vrans. Anxr. Khctroehim. J^oc.. 45. 
281, 1924; B. B. Fehr, Journ. Amer. Soc. Mich. Eng., 40. 829, 993, 1918; A\ . R. Felzer, 
Journ, bid. Eng, (Vinn., 17. 788, 1925; B. Feucr, ('hem. M<t. Engg., 22. 1197, 1920; 



470 IN()m4ANI(' AND THEORETICAL CHEMISTRY 

H. O. Forrest, Tuntfi. Amrr. *SV. Ttf^thrj Maknah. 29. ii, .V), ; H. (). Fonvsl, 

B. E. Kotheli and 11. H. Brown, Journ. hid, Eng. C/iem.y 22. 1197, 1930; F. E. Kowle, 
Proc. A7n€r. Sor. Testing Materinh, 25. ii, 137, 1926; Metal Ind.y 27. 78, 1925; T. Fujihara, 
('hem. Met. Engg.ydS. 340, 1920; T, S. Fnller, Prae, Amer, Soe. Testing Materials, 27. 28i, 
1927; G. Gollnow, (’/dim./««?., 23. 1360, 1930; iUesseid, 17. 006, 1930; ("hem. ¥abrik,[Vli\y 
336, 341, 1931 ; Zeit, Metallkunde, 23. 316, 1931 ; E. A. Grocsbeck and W. A. Tucker, Journ. 
liesearrh Hnr, Standards, 1. 256, 1928 ; I. W. Gross, Electrician, 74. 23, 1914 ; W. Gucrtler, Chem. 
Fahvik, 422, 1928 ; L. W. Haase, ib,, 109, 184, 1931 ; H. A. Hadtield, Proc. Inst, ('ivil Eng,,2\^, 
83, 1922 ; K. A. HadOeld and E. Newbery, Proc. lioy, Soe., 93. A, 60, 1917 ; J. Hausen, Stahl 
Eisin, 48. 1174, 1928; H. L. Heathcote, Proc. hut. Mech. Eng., 320, 1910; E. Herz.og and 

G. Ghaudron, Voinpt. Rend., 194. 180, 1932 ; H. M. Howe and B. Stoughton, Proc. Amer. Soc. 
Testing Materials, 8. 247, ltK)8 ; S. L. Hoyt, Chem. Met. Enqg., 21. 142, 1919; J. (^. Hudson, 
Proc. Roy. Soc., 40. 107, 1928 ; Jonrn. Sm'. ('hem. Ind., 62. 09, T, 1933 ; \V. H. Huey, Preprint 
Arntr. Soc. SUel Tfeatiny, 18, 1930 ; F. A. Hull, Proc. Amer. Soc. Testing MaUrinh, 2tS. i, 104, 

1926 ; K. Inaniura. Science Rep. TShokn l^nir., 16. 987, 1927 ; K. Konopicky, Zeit. Klektrochem.. 
36. 244, 1930 ; O. Krohnke, Metallrbhrenind., 1. 1910 ; Stahl Eisin, 30. 1128, 1910 ; C. M. Kurtz 
and H. J. Zaunieyer, Trans. Arner. Electrochem. Soc., 46. 319, 1926 ; F. Lyon, Proc. Amer. Soc. 
Testing Materinh, 12. ii, 24, 1912 ; E. Maas and VV. Wiederholt, Korrosum MetalPchutz, 6. 218, 
241, lil30 ; B. McGollum and K. H. Logan, Tech. Paper Hur. Standards, 366, 1927 ; (). Mauer 
inann, Stahl Risen, 30. 986, 1930 ; M. F. Mikbailoff, Journ. Appl. ('hem. V.S.S.R., 5. 190, 1932 ; 
Korrosion Metalhchutz, 8. 86, 1932; R. R. Moore, Proc. Amir. Sor. Testing Materials, 38. ii, 
410, 1928 ; A. Morris, Tech. Piibl. Amer, hist. Min. Eng., 431, 1931 ; F. Mylius, Zeit. Metallkunde, 
14. 234, 1922; Ko-rrosion Metalhchutz, 1. 70, 1926; E. A. Ollard, Metal Ind., 31. 386, 410, 

1927 ; 1). F. Othrner, Journ. hid. Eng. Chem. — A^ial. Edit., 1. 209, 1929; W. H. 1‘atnck and 
VV. H. Walker, Journ. hid. Eng. ('hem., 3. 239, 1911 ; E. Pfann, Dingler's Journ., 329. 605, 
1914 ; \\. M. Pierc<', /row Age, 114. 199, 1924 ; K. Pitsehner, Proc. Amer. Soc. Testing Materials, 
27. ii, 304, 1927 ; Trans. Amer. EUctrochem. Soc., 58. 9, 173, 1930; rl. M. Pouvreau, Aciers 
Specxaux, 4. 23, 1929 ; W^ E. Pratt and .L E. Parsons, Journ. hid. Eng. Chem., 17. 370, 1926 ; 
M. Prot and N. Goldwoski, Genie ('iril, 100. 36. 19.32 ; E. Rack^^itz. Korrosion Metalhchutz, 3. 
171, 1927 ; E. Rackwitz and E. K. (). Schmidt, ib., 3. 6, ,68, 1927 ; 5. 7, 1929 ; H. S. Rawdon, 
J*roc. Amer. Soc. Testing Materials, 26. i, 103, 1925; H. 8. Kawdon, M. A. Grossman and 
A. N. Finn, (Circular l .S. Jiur. Standards, 80, 1919 ; Chem. Met. Emjg., 20. 458, 630, 691, 1918 ; 

H. S. Rawdon and A. 1. Krynitsky, Trans. A mer. KlectrockenuSoc., 46. 369, 1924 ; H. S. Rawdon, 
A. 1. Krynitsky and W’. H. Finkeldy, Proe\ Amer. Setc. Teding Mutenah. 24. 717, 1924; 
(’. C. Uheinharrd, Tech. Publ. Amer. hist. Mtn. Eng., UK), 1929; J\ J). Schenck, ('hem. Mel. 
Engg., 33. 367, 1920; M. Schlotter, Stahl Eisen, 39. 243, 1919; Keinosion Mitedhchutz, 1. 
30, 1925 ; E. K, O. Schmidt, Zeit. Metallkund’e, 22. 328, 1930 ; I). 1\ Shaw, ( hem. Mit. Eriejg., 20. 
776, 1919 ; ,1. VV'. Shipley, 1. R. McHaffie and N. I). Clare, Jowrw. hid. Eng. Chem., 17. 381, 1926 ; 
F. N. Speller, Iron Age, 98. 79, 1910; Proc. r. Soc. Testing Maieriah, 16. ii, 343, 19Iti; ('hern. 
Met. Engg., 15. 87, 1910 ; F. N. Sjieller and V\ V^. Kendall. Journ. ind. Eng. ('he rn., 15. 1.34, 1923 ; 
VV^ van VV’. vSeholten, Korrosion Metalhchutz, 4. 206, 1928; E. Sehuniiann and H. Blumenthal. 
Elekfrotech. Zeit., 48. 1296, 1927 ; E. H. Sehulz, Stahl Eisen, 50. 1200, 1930 ; B. Stoughton, Eng. 
Mag., 41. 626, 1911 ; D. M. Stnekland, Chem. Met. Engg., 26. 1106, 1922 ; i>. S. Strickland, Proc. 
Amer. Soc. Testing Materials, 22. ii, 227, 1922 ; 26. ii, 1106, 1920 ; T. Szirmay, Zdt. Klektrochem., 
11. 3.3.3, UK)6 ; K. Tan.ssig, Arch. \Varmewirhchaft, 12. 107, 1931 ; E. S. 'rayierson, Proc. Amer. 
Soc. Testing Makrieih, 29. 204, 1929 ; C. T. Thomas and V\'; Blum, Metal Ind., 31. 106, 1927 ; 
Trans. Arner. Elrrtroehem. Soe., 52. 271, 1927 ; J. J'\ Thompson and R. *1. McKay, Journ. Ind. 
Eng. Chem., 15. 1114, 192.3 ; H. Thyssen and »L Bourdousche, Rev. lAiir. Mines, (7), 19. 03, 

1928 ; F. Todt, Giessenei Ztg., 26. 078, 1929 ; irdrwe. 52. 790, 1929 ; MV/ssvr Ahwasscr, 27. 46, 

1929 ; E. V". Tsehekhnovitzer, Soerbsheheniya Vsese/yuznergo Inst. Metals, 1, 1931 ; T. H. Turner, 
Meted Ind., 31. 409, 1927; VV. H. J. Vernon, Treins. Feiraday Soe., 19. 861, 865, 1923; 
VV’. H. W’alker, Proc. Amer. Soc. Testing Materials, 7. 440, 1909 ; 9. 431, 1909 ; Journ. hid. Eng. 
('hern., 1. 29.6, 1909 ; J. M. VV'ei.ss. Pres', Amer. Sere. Testing Materinh, 33. 4,30, 1920 ; G. W'erniek, 
Metal Ind., 31. 420, 1927 : J. C. W’hetzel, Journ. hid. Eng. Ch-em,, 15. 677, 1923 ; W’. G. Whitman 
and E. L. ('happell, ih., 18. 633, 1920 ; 6. C. Witt, Philippine Jemrn. Setenre, 11. 147, 1910. 

^ H. IVseh, Trans. Arner. Ehctrenhem. Soc., 46. 241, 1924 ; C. D. Desch and H. Hyman, 
Jemrn. Inst, Metals, 14. 189, 1916; C. H. Desch and S. W^hyt^, ib., 10. 304, 1913; 11. 236, 
1914 ; S. Whyte, ib., 13. 80, 1916. 

* G. D. Bengoilgh and R. May, Journ. Inst. Metals, 32. 135, 1924 ; U. K. Evans, ib., 38. 27, 
1926; r. R. Evans and G. D. Bengough, ib., 33. 253, 1926; J. A. N. Friend, Journ. Iron Steel 
Inst. — Carnegie Mem., 11. 2, 1922 ; VV. H. J. Vernon, Trans. Faraday Soc., 19. 851, 1923 ; 28. 
107, 1927 ; W. R. Whitney, Journ. Ind. FIng. Chem., 17. 385, 1925. 

® R, Adie, Proc. Inst. Civil Eng., 4. 323, 1845 ; V. Andstrom, Zeit. emorg. Chem., 69. 15, 
1911 ; O. Bauer and E. V\’etzel, Mitt. Materialprujfungsamt, 33. 1, 1915; J. R. Baylis, Chem. 
Met. Engg., 32. 974, 1925; Journ. Irul. Eng. Chem., 18. 370, 1926; C. Becker, Ann. Ckim. 
Phys., (1), 90, 1797 ; G, D. Bengough, M. Stuart and A. R. Lee, Tech. Publ. Amer. Inst. Min. 

Eng., 190, 1929 ; S. Birnie, Chem. Weekhl., 4. 291, 1907 ; A. Bobierre, Compt. Rend., Tl. 1272, 
1873; A. B- Bradley, Journ. Soc. Chem. Ind., 36. 1071, 1917; W. A. Bradley, (^hem. News, 
108. 307, 1912 ; (L J. Burrows and C. E. Fawsitt, Jemrn. Roy, Sen'. New Semth Wales, 46. 67, 1911 ; 
H. V^^ Clark, Journ. New England Watencorks Asseyc., 41. 31, 1927 ; H. W^ Clark and S. D. Gage, 



IRON 


471 


Masmchuaeits kitale Board Healthy 42. 287, 1912 ; J. W. Cobb and G. Bougill, Joum. Chem. Soc., 
88. 403, 1914; A. S. Cushman, Electrochem. Ind., 5. 257, 365, 1907; W. R. Dunstan, 
H. A. D. Jowott and E. Goulding, Joum. Chem. 8oc.^ 87. 1557, 1905 ; G. M. Enos, Joum. Ind. 
Eu^. Chem., 17. 793, 1925 ; W. R. Fleming, ih., 4. 480, 1912 ; F. Foerster, Zeif. Eleldrochem., 16. 
982, 1910; J. A. N. Friend, Joum. Ir<m Steel Inat., Tl. ii, 5, 1908 ; Met., 6. 688, 1909 ; Joum. 
Chem. Soc., 99. 969, 1911 ; D. Geoghegan, Chem. News, 117. 217, 1918; C. Girtanner, Ann. 
Chim. Phys., (1), 1. 220, 1789 ; CrelVs Ann., 1. 193, 1788 ; N. J. B. G. Guibourt, Joum. Phar7n. 
Chirn., (2), 4. 241, 1818 ; (2), 6. 372, 1819 ; Dingler^s Joum., 1. 378,1820 ; Quart. Journ. Science, 
7. 182, 1918 ; Ann. Chim. Phys., (2), 11. 43, 1819 ; M. M. Hall, Quart. Journ. Science, 8. 262, 
1818 ; 5. 169, 1818 ; 7. 55, 182, 755, 1819; Dingier s Joum., 4. 383, 1821 ; K. Hasegawa and 
iS. Hori, Mem. Ryojun Coll. Eng., 2. 271, 1930; Journ. Eng. Assoc. Manchuria, 7. 35, 1930; 
M. Heegewaldt, Gas Wasserjach, 69. 1133, 1926; E. Heyn and 0. Bauer, Mitt. Materialprii- 
fungsamt, 26. 2, 1908; 28. 62, 1910; C. F. Hiekethier, Anal^ Soc. Quim. Argentina, 11. 369, 
1924 ; K. Tnamura, Science Hep. Tdhoku Univ., 16. 979, 987, 1927 ; V. M. Isnardi, Anal. Soc. 
Quim. Argeritina, 1. 214, 1913 ; W. P. Jorissen, Engg., 98. 512, 1913 ; Chem. News, 111. 56, 
67, 78, 1915 ; J. Keir, ('reWs Ann., i, 73, 1791 ; ii, 215, 339, 1791 ; i, 77, 1793 ; ii, 144, 1797 ; 
Ay Journ. llushallnigen, 166, 1796; M. Kernbaum, Comjft. Rend., 152. 1668, 1911 ; H. Klut, 
Korro.s‘ion Metallschutz, 1. 232, 1925 ; 3. 101, 1927 ; R. I^nz, Bull. Acad. St. Petersburg, (3), 14. 
337, 1870; Journ. prakt. ('hem., (1), 108. 438, 1869; W. P. Mason, Proc. Amer. Phil. Soc., 
46. 110, 1907 ; M. Meyer, Journ. tech. Okonom. ('hem., 10. 233, 1831 ; W. Palmaer, Korrosion 
Metalhchutz, 2. 58, 1926; PL Raraann, Ber., 14. 1433, 1881; IJntersuchungen iiber die 
Passimtat de.^ Eisens, Rostock, 1882; E. A. and L. T. Richardson, Trans. Amer. Electro- 
chem. Soc., 30. 379, 1916 ; Met. Chem. Engg., 16. 450, 1916 ; W. van Rijn, Chem. We^kbl., 
6. 1, 19(18; ,1. Rothe and V. W. Hinrichsen, MUt. MaterialprvfungsanU, 24. 276, 1906; 
J. W. Shipley and I. R. McHaffie, Canada Chem. Met., 8. 121, 1924 ; Journ. Soc. (Jhem. Ind., 
42. 311, T, 1923; ,1. W. Shipley, I. R. McHaffie and N. D. Crane, Journ. Ind. Eng. Chem., 
17. 381, 1925; F. N. S{K‘ller, ib., 17. .339, 1925; F. N. SpeUer and C. R. Texter, ib., 16. 
393, 1924; J. Si)ennrath, Verh. Gfwerbefl., 74. 245, 1895; T. Steel, Journ. Soc. Chem. Ind., 
29. 1141, 1910 ; A. T. Stuart, Proc. Roy. Soc. Canada, 7. 183, 1913 ; Journ. Ind. Eng. Chem., 
6. 1K)5, 1913 ; P. J. Thibault, Australasian Chem. Met., 3. 14, 1920 ; J. Tillmans, P. Hirsch and 
W. Weintrand, Gas )\ asserjach, 70. 845, 877, 898, 919, 1927 ; J. Tillmans and B. Klarmann, 
Zeit. angew. ('hem., 36. 94, 103, 111, 113, 1923 ; M. IVaube, Ber., 18. 1877, 1885 ; J. B. Trorams- 
dorff, Systematischfs Handbuch der gesammien Chemie, PMurt, 1. 585, 1800 ; A. Wagner, Dingler'e 
Journ., 221. 259, 1876 ; W. H. Walker, A. M. (Vderholm and L. N. lient, Journ. Amer. Chem. 
Soc., 29. 1251, 1907 ; 3. A. Wanklyn and L. Carius, Liebig's Ann., 120. 69, 1861 ; R. S. Weston, 
Journ. New England aierworks Assoc., 2A. 1910; W. R. Whitney, Journ. Amer. Chem, 

Soc., 25. 394, PM»3 ; R. E. Wilson, Chem. Met. Engg., 27. 572, 1922 ; Joum. Ind. Eng. Chem., 16. 
127, 1923 ; F*. Wohler, Liebig's Ayin., 22. 56, 1837. 

’ W. 1). Bancroft, Proc. Amer. Soc. Testing Materials, 32. ii, 232, 237, 1922 ; Journ. Phys, 
Chem., 28. 785, 1924 : Journ. hid. Eng. Chem., 17. 336, 1925 ; G, Breseh, Im Nature, 37. 373, 
1909 ; C. P\ Burgess, Trans. A^ner. Elecirochem. Soc., 13. 17, 1908 ; A. S. (Jushman, Bull. U.S. 
Dept. Public R(huIs, 30, M>07 ; Proc. Amer. Soc. Testing Materials, 7. 211, 11K)7 ; Iron Age, 80. 
370, 1907 ; Eng. Bee., 56. 1, UK)7 ; Journ. Iron Steel Inst., 78. i, 33, 1909 ; Farmer's Bull. U.S. 
Dept. Agric., 239, 1905 ; Chem. News, 99. 8, 14, 1907 ; Joum. Franklin hist., 165. Ill, 1908; 
Trans. Amer. Elecirochem. Soc., 12. 403, 1907 ; A. S. Cushman and H. A. Ganlner, Corrosion and 
Presermtum of Inm and Steel, New York, 1910 ; H. P3ndo and S. Kanazawa, Science Rep. T6haku 
Vniv., 19. 425, 1930 ; F. Forster, Elektrochemie, Leipzig, 196, 1923 ; Zeit. Elekirochem., 15. 798, 
1909 ; H. Friedmann, Zeit. Ver. deui. Ing., 55. 538, 1911 ; T. P'ujihara, Chem. Met. Engg., 82. 
810. 1925; W. T. Hall, Joum. Ind. Eng. Chem., 15. 426, 1923; H. O. Halvorson and 
R. L. Starkey, Roll. Beihejte, 31. 626, 1927 ; J. F. G. Hicks, ib., 83. 780, 1929 ; F. W. Hinrichsen, 
Stahl Eisen, Til. 1583, 1907 ; 29. 917, 1909 ; E. Maass and E. Liebreich, Zeit. angew. Chem., 
87. 897, 1924 ; A. L. MeAulay and G. L. White, Joum. Chem. Soc., 164, 1020 ; M. Mugdan, Zeit. 
Elekirochem., 9. 442, 1903 ; K. Murata, Journ. Soc. Chem. Ind. Japan, 36. 160, 1933 ; H. Norden* 
sen. Roll. Beihejte, 7. 91. 110, 1915 ; W. Palmaer, Tekn. Tids. Rem. Berg., 33. 125, 1903 ; 56. 
17, 27, 35,1926 ; The Corrosion of Metals, Stockholm, 1929 ; Rorrosion Metallschutz, 2. 1, 57,1926 ; 
A. Portevin, Rev. MH., 26. 606, 635, 1929 ; J. Preuss. Liebig's An??., 26. 96, 1838 ; M. Randall 
and M. Frandsen, Joum. Amer. Chem. Soc., 54. 40, 1932 ; E. K. Rideal, Trans. Soc. Eng., 239, 
1913 ; G. Schikorr, Zeit. Elekirochem., 35. 62, 65, 1929 ; J. W. Shipley and I. R. McHaffie, 
Canada Chem, Met., 8. 121, 1924 ; F. N. Speller, Appl. Science, 1. 123, 1908 ; Journ. Ind. Eng. 
Chetn., 17. 339, 1925 ; F. N. Speller and V. V. Kendall, Trans. Amer. Elecirochem. Soc., 46. 247, 
313, 1924 ; R. Stumper, Rorrosion Metallschutz, 3. 169, 1927 ; 4. 225, 1928 ; W. J. Sw(H>ney, 
Trans. Amer. Elecirochem. Soc., 53. 317, 1928; W. Traube and W. Lange, Ber., 58. B, 2773, 
1925 ; M. Traube-Mengarini and A. Soala, AUi Accad. Lined, (6), 18. Ill, 542, 1909 ; (5), 19. 
505, 1910 ; RoU. Zeit., 6. 240, 1910 ; 10. 113, 1912 ; W. H. Walker, Met. ('hem. Engg., 14. 388, 
1916 ; Met., 6. 338,1909 ; Iron Coal Trades Rev,, 78. 749, 1909 ; Journ. Soc. ('hem. hid., 32. 584, 
1913 ; Journ, Iron Steel Inst., 79. i, 69, 1909 ; W. H. Walker, A. M. Cederholm and L. N. Bent, 
ih., 29. 1251, 1907 ; W. G. Whitman, ('hem. Rev., 2. 419, 1926 ; W. G. Whitman, R. P. Russell 
and V. J. Albieri, Joum. Ind. Eng. Chem., 16. 665, 1924 ; W. G. Whitman, R. P. Russell and 
G. H. B, Davis, Joum, Amer, Chem. Soc., 47. 363, 1925 ; W. R. Whitney, ib., 25. 394, 1903 ; 
R. E. Wilson, Journ. Ind, Eng. Chem., 16. 127, 1923 ; F. Wohler, Liebig's Ann., 28. 92, 1830. 



472 


JNOKGANKl AND THEORETICAL CHKMLSTRY 


* R. Aclie, Froc. Inst. Civil Eng.y 4. 323, 1845 ; Mem. Chcvi. iSW., 3. 380, 1848 ; Phil. Mag., 
(3), 81. 350, 1847 ; Jovm. Chem. aSoc., 1. 12, 1849; 0. Bailor, Mitt. Materialpriifurigsamt, 44. 
1, 1926 ; L. .T. Campbell, Iron Age, 89. 1280, 1912 ; J. A. Collins, fitudy of the Corrosion of Iron, 
Cambridge, Maas., 1898 ; A. S. Cushman, Bull. U.S. Dept. Agric., 30, 1907 ; Froc. Amer. Soc. 
Testing Materials, 7. 211, 1907 ; 11. 100, 1911 ; Journ. Franklin Inst., 165. Ill, 1908; Iron 
Age, 89. 1278, 1912 ; A. S. (\ishmaii and H. A. Gardner, The Corrosion and Preservation of Iron 
and jSlcel, Now York, 1910; W. R. Dunstan, H. A. i). Jowett and E. Goulding, Journ. Chem. 
Soc., 87. 1557, 1905 ; W. R. Fleming, Jonrn. Ind. Eng. Chon., 4. 480, 1912 ; J. A. N. Friend, 
Journ. Chon. Soc., 119. 932, 1921 ; Journ. Iron Stol In.'it., 77, ii, 5, 1908; 80. li. 257, 1909; 
M. M. Hall, Quart. Jouui. Science, (1), 3. 262, 1818 ; (1), 5. 169, 1818 ; (1), 7. 55, 1819 ; (2), 1. 
262, 1828 ; .1. F. G. Hicks, Koll. Bohefte, 33. 780, 1929 ; C. J. Ik Karsten, Manud de la melal- 
Inrgie du fer, 1. 132, 1830 ; B. Lambert and J. C. Thom.son, Jonrn. Chon. Soc., 97. 2426, 1910 ; 
101. 2056, 1912 ; A. Lediic, Compk Bend., 142. 149, 1906 ; K. Mallet, B.A. Pep., 253, 1838 ; 
221, 1840 ; H. Nordensen, Koll. BeifafU, 7. 91, 110, 1915 ; .1. lVrso7, Aim. Chini. Fhys., (3), 24. 
506, 1848 ; VV. Scoresby, An Account of the Arctic Regions, with a Jlisfoiy and Description of the 
Northon Whale-Fislury, Edinburgh, 1. 237, 1820; J. St^R'iirath, Stahl Eisen, 16. 221, 1896; 
M. Traubo-Mengarini and A. Seala, Atti Arcad. Lined, (5), 18. Ill, 542, 1909 ; (5), 19. 505, 1910 ; 
Koll. Zut., 6. 240, 1910 ; 10. 113, 1912 ; W. H. Walker, A. M. (Vderholm and L. N. Bent, Journ. 
Amer. Chem. Sch\, 29. 1251, 1907 ; 30. 473, 1908 ; J. F. VWstrumb, Khine physikulisch-(hono^du 
Ahhandlungoi, Leipzig, 3. i, 249, 1789 ; W. K. Whitney, Journ. Amer. Chon. Soc., 25. 394, 1903. 

** K. Arndt, Chon. Ztg., 34. 1078,1910 ; J. Aston and C. F. Burgi'ss, Trans. A mer. Ehcttochon. 
Soc., 22. 219, 1912 ; J. A. Anpperle, Met. Chem. Engg., 10. 57, 1912 ; tl. F. Barkley, Eng. Mni. 
Jonrn., 126. 464, 1928 ; J. F. J.arruel, Trade de chimie technique. Fans, 3. 21, 1857 ; O. Bauer, 
Mitt. Matoialprufungsamt, 40. (‘>5, 1922; G. 1). Bengough and .7. M. Stuart, Trans. Faraday 
Soc., 19. 213, 1923 ; H. Biiringcr. Chon. Ztg., 44. 348, 1920 ; F. A. von Bonsdorff. Acad. Hand!. 
Stockholm, 268, 1836; Dingier s Journ., 68. 37, 1838; Ann. Chirn. Fhys., (2). 41. 293, 1837 ; 

(2) , 42. 325, 1837 ; Fogg, Ann., 41. 293, 183 ; 42. 332, 1837 ; F. C. Calvert, Coniid. Rind., 70. 
455. 1870; Chon, Neics, 23.98, 1871; PrcK, Manchodfr JAt. Phil. Soc., {'!), 10. i)8, 1871 ; 

(3) , 5. 104, 1876; F. C. Calvert and R. John.son, ih. 4. 115, 1865; Chon. Koc^, 11. 171, 
1805; S. Cushman, Trans. Amer. Eledioehem. Soc., 22. 252, 1912; Iron Ag<, 89. 1272, 

1912 ; Chem. Ztg,, 36. 1240, 1912 ; E. I. Duirmont, Sembshcheniya I sc^oyuznogo Inst. Md<d‘^, K 

1931 ; W, R. Dunstan, H. A. D, Jowett and E. Goulding, Journ. Chon. Soc., 87. 1548. 1905 ; 
G. M. Enos, Journ. Ind. Eng. ('hem., 17. 795, 1925; C. H. E\aiis, Trans. Eaiaday Soc., 19. 
201. 1923; Joion. Inst. Metals, 28. 114, 1922; Aldal Ind., 23. 248, 1920; Journ. Soi. ('fatn. 
Ind., 47. ()2, F, 1928; H. Fischer, (hon. Ztg., 44. 242, 11)20; J. A. Friend, Journ. Iron 
Stiillnd. ('anngte Mim.,iS. i)\, ; M.(Urdrd,( omjii. Rt nd.,\Bi.2\o, 1925; L.E.Grunei, 

d)., 96. 195, 1883 ; R. A. Hadtield, Kortosion Mehdhchntz, 3. 280, 1927 , O. H.ihnel, Zed. 
nngor. ('hem., 37. 478, 1924; F. Hanaman, Edur Rodiersudu md ndnohni Ei^in, Berlin, 

1913 ; A. C. Hanson, Journ. Ind. Eng. Chem., 22. 603, 1930 ; J. F. G. Hicks, Journ. Fhys. ('hon., 
33. 780, 1929 ; J. C. Hudson, Trans. Faraday Siw., 25. 475, 1929 ; F. \on Hutt<‘n, Folyt. ('(ntr., 
26. 1346, 1872; K. Inamura, Science Rep. Tohoku Vntv., 16. 979, i)H7, F.)27 ; \’. Kendall 
and E. S. Taylerson, Froc. Amer. Sue. Testing Materials, 29. 37, 1929 ; M. M(‘iei-, Jouin. tech, 
okon. Chem., iO. 233, 1831 ; W. S. Fatterson, Journ. Soc. ('hem. Ind., 49. 203, '1'. 1930 ; J. Ferey, 
Metallurgy—Irem and Steel, London, 2, 1864; C. E. Reinhaid. Tech. Fidd. Amer. Inst. Men. 
Eng., 190, 1929 ; E. A. and L. T. Kiehardson, Trans. Amer. Elrctrorhnn. Sue.. 30. 379. 1917 ; 

S. Rininan, Fbrsok till Jarnets Ilistoria, Stockholm, 740, 1782 ; Bergwoks Le.nron, Sloekliolm, 

1789 ; W. F. Robertson, Iron Coal Treides Rev., 98. 286, 1919 ; Roseiihain, Trans. Faraday 
iSoc., 11. 236, 1916 ; J. Rothe and F. W. Hindrichseii, Mitt. Matenalprufungsamt, 24. 275, 1906 ; 
(’. W. Sclreelo, Chemische Ahluindlunej I'on der Luft nnd don Feuer, CpF^ala, 1777; F. Siedler, 
Rauch Staiih, 10. 43, 1920; F. N. Speller, Trans. Avar. Elertieirla rn. Soc., 31. 198, 1917; 
J. Spenratl). Stahl Eisen, 16. 22J, 1896; Verh. Gerwrrhtfl., 74. 245, 1895; (r. J’ammann, Zjeit. 
anorg. Clu m , 118. 99, 1921 ; W. M. Thornton and J. A. Harl(‘. Treins. Faraday Soc., 21. 23, 1925 , 

W. H. J. ^'(Tnon* Metal Ind., 24. 7, 29, 1921 ; Trans. Feireieiay »SV>r., 23. 159, 182, 1927 ; 

W. G. Whitman and E. L. (Jiappell, Journ. Ind. Eng. Chem., 18. 533, 1926 ; W. Wislieeiuis, Zjeit. 
angnr. ('hon., 33. 204, 1920 ; H. Wolhling, Met., 9. R)5, 613, 1912. 

J. H. Amlrew, Trans. Faraday Soc., 9. 316, 1914; 14. 232, 191!); V. Andsfrbm, Zut. 
nnouj. ('hon., 69. H), 1910; H. PL Armstrong, Science Froejre ss, h. 642, Fill ; 6. 311. 1912; 
8. 73, 1914 ; H. H. Baker, Ann. Rep. ('hem. Soc., 7. 38, 1910 ; \\'. I). Bancroft, Jonni. Fhys. Chem., 
28. 785, 1924; PL IL Baach, Zeit. Jtampfkernel, 35. 214, 1912; (). Bauer, (las Wasserfeich, 68. 
683, 704, 1925 ; G. 1). Bengough, J. M. Stuart and A. R. Lee, 7Vor. Roy. Se>c., 116. A, 425, 1927, 

T. Bergman, Aka/i. llandl. Steickhohn, 34. 170, 1773; G. Breseh, Jsi Nature, 37. 373, 1909; 

A. C. Brown, Journ. Iron Steel Inst., 34. ii, 129, 1888 ; G. Bruhns, Chem. Ztg., 45. 885, 1921 ; 

Zeit. angew. Chem., 34. 231, 1921 ; C. PL Burgess, Trans. Amer. Electrochcm. Sejc., 13. 17, 1908 ; 
PL C. Calvert, (Amipt. Rend., 70. 455, 1870; Chem. News, 23. 98, 1871 ; Preic. Manchester Lit. 
Phil. Soc., (2), 10. 98, 1871 ; (3), 5. 104, 1876 ; PL C. Calvert and R. Johnson, tb., 4. 115, 1866 ; 
Chem. News, 11. 171, 1865 ; (L CJiorowor, Zeit. Dampfkessel, 43. 365, 376, 1921 ; W. 1’. Clous, 
Chem. Weekbl., 8. 10, 1911 ; A. S. Cushman, Treins. Amer. Eleefrorhem. Seye,, 12. 403, 1907 ; 
Bull. Public Ronds IJ.S. Dept. Agrir., 30, 1907 ; Farmer s Bull. V.S. Dept. Agric., 239, 1905 ; 
Chem. News, 99. 14,1907 ; Bull. U.S. Dept. Agric., 30,1907 ; Freic. Amer. Assoc. Testing Materials, 
1. 211, 1907; Journ. Franklin Inst., 165. Ill, 1908; 178. 133, 1914; W. A. Ihuis, Science 




IRON 


473 


PrognaSy 1. 408, 1007; H. ]3avy, Phil. Trans.^ 114. 153, 1824 , (J. H. Descli, Trans. Faraday 
Foe., 17. 17, 1921 ; E. Donath and A. Indra, Chem. Zlg., 35. 737, 1911 ; W. R. Dunstan, Proc. 
Ghem. Soc., 19. 150, 1903; 23. 03, 1907; Nature, 75. 390, 477, 1907; W. K. Dunatan, 
H. A. D. Jowett and E. Goulding, ih., 87. 1548, 1905 ; J. Eckell, Zur Fragc nach den elektro- 
chemtschen Qrandlagen der Metallkorrosion, Marburg, 1927 ; C. A. Edwards, Jovrn. Iron Steel 
Jml., 110. ii, 9, 1924 ; E. Ensalin and P. Busehrndorf, Korrosion Metallsdmlz, 5. 227, 1929 ; 
T. Ericsson-Anren, Bihand. Akod. Ilandl. Stockholm, 22. 4, 1897 ; Zeit. anorg. Chern., 26. 209, 
3901; Vcher die A'ujlosungsgcsrhwindigkeit von Zitik in sanren Losunyen, XTpaala, 1901; T. Ericason- 
Aur(f‘n and W. l^ahnacr, Oefrers. Akad. Fdrh. Stockholm, 1, 1901 ; Arkiv. Ketni Min. Geot., 1. 
93, 1903 ; Zeit. j)hy.H. Chem., 39. 1, 1901 ; 45. 182, 1903 ; 56. 089, 1906 ; P. W. Evans, Journ. 
Soc. Chem. Ind.—iliem. Ind., 43. 222, 1924 ; Journ. Jnst. Metals, 32. 258, 1924 ; Journ. Chem. 
Soc., 127. 2484, 1925; Trans. Anier. Klectrochem. Soc., 46. 209, 1924; Power, 64. 215, 1920; 
1^. R. Evana, Journ. Chem. Soc., 478, 1930; Jonin. Ind. Fng. (^hern., 17. 303, 1925; Journ. 
Soc. Chem. Ind., 43. 315, T, 1924 ; Pnw. Camfnidge Phil. Soc., 22. 54, 1924 ; The (Jorrosian of 
Metals, London, 3, 1920 ; M. Faraday, Phil. 7Vr/ 124. 77, 1834 ; 130. 93, 1840 ; J. A. N. Friend, 
Journ. Iron Steel Ind., 77. ii, 12, 1908 ; 80. ii, 257, ; Met., 6. 090, 1909 ; B.A. Rty., 560, 

1910 ; Jonrn. Oil Colour ( hem. A'<soc.,l. 0, 1921 ; 101. 50, 1912 ; Journ. ('hem. Soc., 123. 2990, 
1923; Chem. News, 103. 138, 1911 ; 104. 104, 1911 ; 119. 932, 1921 ; Proc. (^hem. Soc., 26. 
179, 1910; Proc. Staffs. Iron Stud Inst., 29. 110, 1911; Nature, 76. 540, 610, 1900; Journ. 
Iron Si((l Inst, (^anagii Man., 3. 1, 1911 ; 11. 1, 1922; 12. 1, 1923; 16. 131, 1927; 7Vrms. 
Faraday Soc., 11, 204, 1910 ; Th Corrosion of Iron and Steel, London, 44, 1911 ; J. A. N. Friend 
and R. (\ Rarnet, Journ. Iron Steel Inst., 91. i, 33(), 1915; J. A. N. Friend, J. L. Bentley 
and \V. West, ih., 85. i, 259, 1912; J. A. N. Friend and J. il. Brown, ib., 83, i, 125, 1911; 
J. A. N. Friend and .1. H. Dennett, Jo/zr/?. ('hem. Soc., 121. 41, 1922 ; J. A. N. Friend, D. W. Ham¬ 
mond and (i. W. lYobrid^e, 7'ran*i. Amer. FUctrocheyn. Soc., 46. 283, 1924 ; J. A. N. Friend 
and C. \\. Marshall, Journ. Chem. Soc., 105. 2770, 1914; Journ. Iron Steel Inst., 87. i, 832, 
1913; 91. i, 35.3, 1915; T. Fujihara, (liim. Met. Engg., 32. 810, 1925; 33. 340, 1926; 
N. M. OarilotT and S. K. and P. K. Mel, Journ. Iin.<<s. Chem. Ind., 5. 0t)7, 1928 ; R. Girard, Compi. 
Bend., 181. 215, 1925 ; (). Haelnud, Z<it. eingew. (^hcm., 35. 018, 1922 ; M. ISl. Hall, Queirt. Journ. 
Science, 3. 262, 1818 ; 5. 10)9, 1818 ; 7. 55, 1819 ; F. Hanaman, Veher Hostve rsuchc mit nitriertem 
Eisen, Berlin, 1913 ; .\. ('. Han.son. Journ. Ind. Eng. Che m., 22. 554, 1930 ; G. von Hauer, Journ. 
jirakt. ('hem., (1), 81. 391, 1800 ; H. L. He.ss. Irem Age, 105. 593, 1920 ; E. Heyn, Mitt Maieried- 
pnefnngsajtd, 18. 38, 1900 ; !<]. Hz vn and O. Pauer, eh.. 26. 1, 1908 ; 28. 02, 1910 ; J. E. (r. Hicks, 
Jemrn. Phys. Chem., 33. 781. 1929; V. H. Hillman, Eenindry Trade Jemrn., 22. 854, 1920 ; 

HmKies{ia).i('n, (hem. Ztej., 56. . 17, 39, 1932 ; K. Tnamura, Science Rep. Tdheiku Vniv., 16. 
979, 987, 1927 ; W. H. floliiLson, Proc. Roy. Soc., 23. 108, 1875; J. A. Jones, 7'rans. Faraday 
Soc., 17. 102, 1921 ; B. Klarmann, Z.eit. ange w.Cla m.. 37. 045. 1924 ; H. Klut, Mitt. Wasserhyg., 
28, 1923; Gas Weuscrfeich, 69. 403. 1920; J. M. Kolthoff, (hem. Weekhl, 17. 390, 1920; 

H. Kriegsheirn, Power Plant Knej., 28. 792, 1924; O. Krohnkc, iroc/i. Brau, 17. 233, 1900; 
B. Lambert and J. V. Thomson, demrn. ('h,m. Sew., 97. 2420, 1910 ; 101. 2050, 1912 ; 107. 210, 
1915 ; Proc. ('hem. Soc., 26. 290, 1910 ; ('Jam. Neirs, 107. 184, 1913 ; Trans. Faraday Soc., 9. 108, 
1913 ; Zeit. finonj. ( hern., 80. 207, 1912 ; iS. E. Langdon and M. A. Grossman, Power, 37. 543, 
1920; F. ('. Lea, Proc. Roy. Sew., 123. A, 171, 1929; A. TiCdebur, Mitt. Tech. Vcrsuclmnst, Berlin, 

I, 1S90 ; Jonrn. Iron Steel Inst., 48. ii, 581, 1895 ; W. Ixybold, Zeit. angcu\ ('hem., 37. 100, 190, 

1924 ; Gas Weisserfach, 67. IGS, 1924 ; E. Liebreieh, Korrosion Meialhchutz, 8. 1, 1932 ; P. Long- 
muir, Journ. Iron Sttel Inst., 83. i, 149, 1911 ; H. van de Loo, W. Piingel and E. H. Schulz, Stahl 
hisen, 51. 1585, 1931 ; 4’. M. I,,owry, Nature, 86. 25, 1911 ; H. Lidirig, (ais Wasseofach, 70. 381, 
1927 ; A.Ij.McAuluy Bimdrn, Journ.('h<m. Soc.,121.2(W), 1925; B. G. McLellan, Journ. 

Soc. ('hem. Ind., 36. 853, 1917 ; M. Majima, Bull. Jeijuin Inst. Phgs. ('hem. Research, 1. 130, 1922 ; 
R. Mallet, B.A, Rip., 29<h 1839 ; 241, 1840; A. A. Markson and P. Fritz, Power, 69. 222, 1929 ; 

I. .. H. Marshall, Trans. Amcr. Inst. Min. Eng. — Min. Met., 204, 1920 ; J. Meehan, Nature, 75. 31, 
1907 ; P. 1). Merica, i'fum. Met. hngg., 16. 490, 1917 ; G. T. Moody, Journ. ( hern. Soc., 89. 720, 
1900 ; Proc. Chem. Sue., 19. 157, 239,’ 1903 ; 22. lOI, 1900 ; 23. 84,*1907 ; 25. 34, 1909 ; Nature, 
74. 504, 1900; 75. 438, .575, 1907 ; C. J. Morrison, Iron Age, 108. 334, 1921 ; E. Muller and 

II. llenccka, Zeit. anorg. ( hem., 181. 159, 1929 ; B. Neumann, ITdrzar. 51. 020, 1929 ; M. Okochi, 
Hull. Japan lust. Phys. ( he m. Research, 2,13, 1923 ; J. E. OrlofT, Zeit. anorg. (he m., 191. 87, 1930; 
200. 87, 1931 ; W. I’almaor, Trkn. Tids. Kern. Berg., 33. 125, 1903 ; 56. 17, 27. 35, 1920 ; Ing. Vet. 
IleindL Sfiwkholm, 93. 1929 ; Keirrosion Metallschutz, 1. 2, 33, 57, 1920 ; S. W. Parr, Bull. Engg. 
I nir. l/linens, 94, B)17 ; S. W. Parrand F. G. Straub, Powrr. 64. 215, 994,1920 ; Alech. Eny.,5b. 
523, 1928 ; Journ. Ind. Eng. ('he m., 19. 020, 1927 ; (^hnn. Met. Engg., 33. 004, 1920 ; Die Wdrme, 
49. 745, 1920 ; Bull. Engg. Cnir. Illhiois, 155, 1920 ; 177, 1928 ; J. H. Paul, Boiler ('hemistry 
and Feed Wedcr Supplies, London, 1919 ; A. Payen, Ann. Chijn. Phys., (2), 50. 305. 1832 ; (2), 
54. 200, 273, 1833 ; (2), 63. 405, 1830 ; J. D. Pennock and D. A. Morton, Journ. jimer. ('hem. 
Soc., 24. 380, 1902 ; W. H. Perkins, Journ. Chem. Soc,, 105. 120, 1914 ; P. Petit, Compi. Bend., 
128. 1278, 1890 ; A. J\)m]) and P. Hardenhauer, Mitt. Inst. Eisenforschuny Dusseldorf, 11. 185, 
1029 ; H. F. Rech, Mech. Eng., 51, 589, 1929 ; T. W. Richards and G. P. Baxter, Prew. Amsr, 
Acad., 85. 253, 1900 ; Zeit. einewg. Chem., 23. 245, 1900 ; H. Richardson, Nedure., 74. 586, 1906; 
A. do la Rive, Trade eV elect recite theeeretique et apptiejuec, Paris, 2. 803, 1856 ; Atz/z. Chim. Phys., 
(‘^). 43. 425, 1830; J. Rothe ami F. W. Hinrichsen, Mitt. MaicrialprOfungsamt, 24. 275, 1906; 
E. Sa\icr, them, Ztej., 46. 121, 1921 ; .!. 4\ Saunders, Brit. Journ, Exp. Biol., 4. 40, 1920 ; Proc, 



474 


INORGANIC AND THEORETICAL CHEMISTRY 


Canii)ridg(‘ Phil, Soc., 20. 350, 1021 ; 22. 32, 1923; K. Scheringa, Clicm, WeekU.y 9. 11, 1912. 
J. W. yhipley and I. K. McHaffio, Jouni. iSoc. Chem. Ind.^ 42. 311, 1023; Canadian Chem, 
Met., 8. 121, 1924 ; H.,J. Smith, Jtmrn. Amer. Ch^m. Soc,, 40. 879, 1918 ; F. N. S]>eller, Journ. 
Ind. Eng. Chem., 17. 330, 1025 ; F. N. Speller and F. (t. Harman, Trans. Amer. Elextrochem. S(K., 
46. 313, 1024 ; J. Spennrath, Verh. (rewerbeft., 74. 245, 1805; D. Splittgerber, Mitt. Ver. Ekklri^ 
zitdtsirerh, 387, 1025 ; irdr/wr. 48. 542, 1025 ; Korrosion Metnllschutz, 3. 140,1027 ; F. G. Straub, 
Emhriitli ment in BoiUrf^^ Urbana, 1913 ; Bull. Eng. Cniv. Illinois^ 216, 1013 ; Trans, Amer, Soc. 
Meek. Eng,, 52. 39, 1030 ; Mech. Eng., 51. 366, 1929 ; C. E. Stromeyer, Nature, 75. 461, 11K)7 ; 
H. Sutton, Trams, Faraday Soc., 21. 91, 1025 ; Metal Ind., 26. 483, 1925 ; Journ. Iron Steel Inst,, 
119. i, 170, 1020 ; L. J. Thenard, Ann, Chim. Phys., (2), 11. 40, 1810 ; A. Thiel, Zeit, Klektrochem., 
33. 370, 1027 ; Ziir Fragc nach den elcHrochemisehen Grundlagvn der Metallkorrosion, Marburg, 
1893 ; \V. M. Thornton and J. A. Harle, Trans, Faraday Soc., 21. 23, 1025 ; W. A. Tilden, Journ. 
Chem. Sor., 93. 1356, 1908 ; .1. TillmaiiR, Zeit. Unters. Nahr., 42. 08. 1021 ; 58. 33, 1029 ; Zeit. 
angew. Chem., 40. 1533, 1027 ; Vnter^\ichung ion Washer und Ahwaaser, Halle, 107, 1915 ; J. Till¬ 
mans and O. Hcublein, Cesnndheits Ing.. 35. 669, 1012 ; J. Tillmans and P. Hirseh, Z(it. anorg. 
Chem., 197. 182, 1931 ; Mech. Eng., 50. 523, 1928 ; Journ. Ind. Eng. ('hem., 19. 620, 1027 ; Chsm. 
Met, Engg., 33. 604, 1926 ; Die Wdrme, 49. 745, 1026 ; Bull. Engg. Cniv. Illinok, 155, 1026 ; 177, 
1028 ; J. 'J'illmans, P. Hirsi h and AV. K. Ht'i kmann, Das Gas- und Wasserfach, Halle, 1, 1931 ; 
J. Tillmans, P. Hirseh and W. Weintraub, iUis Wasserfach, 70. 845, 877, 898, 919, 1927 ; J. Till¬ 
mans and B. Klarmaim, Zeit. angew. (hem., 36. 103, III, 113, 1023; J. B. Trommsdorflf, 
SysUmatisrhes Ilandhuch der gesammten Chemic, Erfurt, 4. 475, 1803 ; J. Ville, Compt. Bend., 93. 
443, 1881 ; W. H. Walker, Mit., 6. 3.38, 1900 ; Journ. Soc. Chem. Ind., 32. 584, 1016 ; Journ. 
Iron Steel Inst., 79. i, 60, 1900 ; W. H. Walker, A. M. CVderholrn and L. N. Bent, Journ. ('hem. 
Soc., 29. 1251, 1907 ; H. E. Wallsom, Fuel Economist, 7. 163, 1032 ; J. M. Weeren, Ber., 24. 1785. 
1891; M. Werner, Veher einige Beobachtungen an KesseUchaden, Chariottenburg, 1926; 
G. Wetzlar, Schweigger's Jaurn., 49. 484. 1827 ; G. W. Whitman, R. P. Russell and V. J. Altieri, 
Journ. Ind. Eng. ( hern., 16. 660, 1024 ; W. R. Whitney, Journ. Amer. (^he m. Soc., 25. 304, 1003 ; 
R. S. Williams and V. (). Homerberg, Trans. Amer. Soc. Steel Treating, 5. 300, 1024 ; ( 'hem. Met. 
Engg,, 30. 580, 1024 ; K. E. Wilson, Journ. Ind. Eng. ('hem., 15. 121, 1023 ; B. G. Worth, Trans. 
Amer. Electroehem. Se)c., 39. 101, 1021. 

G. \'. Akimoff, Korrosion Mitallsehulz. 8. 107, 1032 ; A. J. Allmand ami R. H. D. Barklie, 
Trans. Fareiday Soc., 22. .34, 1926; W. J). Bancroft, Journ. Phys. ('him., 28. 28,5, 1803; 
0. Bauer, Internat. Zeit. Metalhg,, 10. 120, 1010; H. Beeny, Trans. Amu. Ehetrovhi m. Soc., 
46. 135, 1025; (i. 1). Bengough, .1. M. Stuart and A. R. Lev, Pror. Hoy. Soc., 116. A, 425, 
1927; \V, BcMinett and .1, (1. Thompson, Trans. Amer. Electroehem. Soc., 29. 260, 1016; 

F. Bergius and P. Krassa, Znf. Elektiochem., 15. 712, 1900; (’. \. \aiJ Brunt, Journ. Ind, 
Eng. ('hem., 21. 352, 1020; O. Carra.seo and K. Sartori, (horn. ('him. Ind., 13. 557, 1031 ; 

G. Chaudron, Chem. Ind., 26. 273, 10,31 ; W. R. Coopt'r, Traru^. Faraday Soc., 18. 102, 1022; 
if. I. Crabtree, ih., 9. 125, 1013 ; E. Denina and G. Ferrereo, (iazz, ('him. Iteil., 57. 88, 1027 ; 

H. A. Honker ancl K. A. Dengg, Polyt. Wtekbl., 40, 47, 1027 ; Korroston MeUdlschuiz, 3. 217, 
1927 ; J. Eckell, Zur Fragc nach din elektrochi mischm Grundlagen der Metedlkorrosion, Mar¬ 
burg, 1803 ; Zed. tUktrochem., 38. 13, 1032 ; H. J. T. EUingham and A. J. Allmand, Trans. 
Faraday Sex., 19, 748, 1924 ; C. R. Evans, ib., 18. 1, 1922 ; The Corrosion etf Metals, London, 
1926 ; Journ. Inst. Metals, 40. 00, 1028 ; R, Evans, L. C. Banni.ster and S. C. Britton, Proc. 
Hoy. Sex., 131. A, 355, 1031 ; W. R. Fleming, Irem Age, 90. 82, 1012 ; F. Forster. Zeit. Elektnxhem., 
16. 081, 1010 ; T. Fujihara, Pnx. World Eng. Congre.vt Tokyo, 34. 25, 1031 ; W. W. H. Gw, 
Journ. Inst. Elect. Eng., 41, 425, 1008 ; (L Gore, l*rex. Boy. Sex., 36. 331, 1884 : F. (roudriaan, 
Chem. Weekbl., 16. 1270, 1910 ; K. P. Grigoro\^iteh, Ber. Met., 12. 242, 1015 ; (L Grube, Trans. 
Faraday Sex., 9. 214, 1013 ; A, Giinther-Schulze, ib., 9. 266, 1013 ; VV'. Guertler and B. Blumen- 
thal, Zeit. MeteiUhunde, 23. 118, 1931 ; Zed. phys. Chem., 152. 107, 1030; R. Hadfield and 
E. Newbery, Pnx. Boy. Sex., 93. A, 56, 1017 ; C. Hambuechen, 7'rans. Amer. Electrexhem. Six., 
18. 01, 1010 ; fl, L. R. Hayden, Proc. Amer. Inst. Elect. Eng., 27. 103, 1007 ; Journ. Franklin 
Tnst., 172. 205, 1911; E. Heyn and O. Bauer, Mitt. Materialpriifnngsamt, 28. 62, 1910; 
N. IsgarichcT and S. Berkmann, Zeit. Elektrexhem., 28. 47, 1922 ; M. Knobel, Journ. Math. Phys. 
Mass. Inst. Tech., 5. 65, 1026 ; M. Knobel and D. B. Joy, Trans. Amer. Electroehem. Soc., 44. 443, 
1923; G. von Knorre, Verh. Gewerbejl., 89. 265, 313, 370, 420, 1910; E. F. Kohman, Food 
Ind., 3. 266, 1031 ; E. F. Kohman and N. H, Sanborn, Jemrn. Ind. Eng. Chem., 20. 76, 1928 ; 
R. Krcmann, Das Mi tall, 107. 12.3, 1922 ; F]. Liebreieh, Zeit. 2 ^hrjs. Chem., 161. 97, 19,32 ; Kor¬ 
rosion MetalUchntz, 2. 38, 1026 ; 3. 79, 1927 ; F. Liebreieh and W. Wiedcrholt, Zeit. Elekiroehem., 
31. 6, 1025; K. H. Liierk and H. T. Blaie, Trans. Amer. Electrexhem. Sex., 54. 257, 1928; 
B. McCollum and G. H. Ahlborn, Pnx. Amer. Inst. Elect. Eng., 36. 371, 1916 ; Chem. Met. Engg,, 
14. 380, 1916 ; Trans. Amer. Electrexhem. Sor., 29. 469, 1016 ; I). A. Maclnncs, Journ. Amer. 
Chem. Sex., 42. 2233, 1920 ; C. L. Mantell and J. W. King, Trans. Amer. Electroehem. Soc., 62. 
435, 1927 ; F. Meunier, Jemrn. Chim. Phys., 22. 595, 1926 ; C. Michalke, Chem. App., 121, 144, 
1925; T. N. Morris, Bep. Dept. Scient. Ind. Besearch—Food, 86, 1929; 105, 109, 119, 1930; 
T. N. Morris and J, M. Bryan, ib., 40, 1931 ; Food Man/., 6. 100, 1931 ; W. R. Mott, Trans. 
Amer. Electrexhem. Soc., 15. 569, 1900; Electroehem. Met. Ind., 8. 280, 1910; E. Nehring, 
Konserven Ind., 18. 280, 1931 ; P. and E. Nehring, ib., 18. 199, 214, 1931 ; E. Newbery, Journ. 
Chem. Soc., 106. 2419. 1914 ; 109. 1051, 1359, 1916 ; T. Onoda, Journ. Japan. Chem. Soc., 48. 
491, 782, 1922 ; Zeit. anorg. Chem., 166. 67, 1927 ; A. Pellerin and A. Lassausae, Chim. hid., 25. 



IKON 


i75 


1348, 1931 ; S. Kachwal, Frzemyd NaJUjwt/y 7. 581, 613, 1932 ; I). Keichin«tein, Trutw. FaracUty 
Soc.y 9. 228, 1913 ; J. W. Richards, t6., 9. 125, 1913 ; E. K. Rideal, Naturcy 113. 20, 1924 ; 
R. Saxon, Chem. NewSy 182. 170, 1926; E. P. Schoch, Tram, Faraday Soc., 9. 274, 1913 ; 

E. P. Schoch and C. P. Randolph, Journ. Phys. Chem., 14. 719, 1910; E. C'. Sherman, Fngy. 
NewSy 61. 292, 1909 ; F. N. Speller, Journ. Ind. Eng. Ch^m., 17. 339, 1925 ; F. M. Sj^'ller and 
T. G. Harman, Tram. Amer. Ehctrochem. Soc.y 46. 247, 313, 1924 ; G. Tammann and F. Nonbert, 
Zcit. anorg. Ckem.. 201. 225, 1931 ; A. Thiel, Zeit. EleJcirochem., 370, 1927 ; W. M. Thornton 
and J. A. Harle, Trans. Faraday Soc.y 21. 23, 1925 ; F. Todt, Zeit. phys. Chem., 148. 434, 1930 ; 
Zeit. Elektrochem.y 39. 146, 1933 ; W. H. Walker, Met., 6. 341, 1909 ; A. Walter, ( hem. Ztg., 22. 
868, 1898 ; O. P. Watts, Tram. Amer. Electrochem. Soc.y M. , 1933 ; O. P. Watts and 

N. I). Whipple, ih.y 32. 2.57, 1917 ; G. C. and M. C. Whipple, Met. ('hem. Engg., 10. 646, 1012 ; 

Jnterncit. Congr. Appl. Chtm.y 21. 155, 1922; G. R. White, Journ. Phys. (Ecm.y 15. 723, 1911 ; 

G. H. W’^oodvine and A. L. Roberts, Journ. Iron Steel hist., 113. i, 219, 1926. 

L. Aitehiaon, Trans. Faraday Soc.y 11. 212, 1916; Journ. Chem. Soc., 107. 1531, 1915; 
109. 288, 1916 ; Journ. Iron Steel Inst.y 93. i, 77, 1916 ; T. Andrews, Pror. Inst. Ciril Eng., 77. 
32.3, 1884; 82. 281, 1885; 87. 340, 1886; 94. 180, 1888; 105. 161, 1891; 118. 356, 1894; 
T. Andrews and .1. A. N. Friend, Journ. Iron Steel Inst., 77. ii, 9, 1908 ; 117. i, 639, 1928 ; Journ. 
Iron Steel Inst.—Carnegie Mem., 11. 77, 1922 ; J. O. Arnold and A. A. Read, Journ. Iron Steel 
Jnst., 81. i, 169, 1910 ; 83. i, 249, 1911 ; 86. i, 215, 1912 ; Journ. Inst. Mtch. Eng., 233, 1914 ; 
247, 1915 ; 3. Aston, Chem. Met. Engg., 29. 449, 1916 ; R. Auerbach, Kraftwak, 15, 1931 ; U(i\ 
Ihiir. Mines, (8), 6. 23, 1931 ; C. Bach, Zeit. Ver. (lent. Ing., 57. 1061, 1913; \V. M. B.irr and 
R. W. Savidge, Chnn. Mel. Engg.,3$. 6()7, 1926; N. Barnaby, Proc. Imt.lUnl Eng., 65. 104, 
1881 ; Trans. Inst. Naml Architects, 20. 225, 1879 ; O. B&uer, Intf mat. Zeit. MetaUog.. 10. 129, 
1919; Stahl Eisen, 40. 45, 85, 1920; Milt. M ate rialprUfungsamt, 37. 1, 1919; 40. 65, 1922; 

O. Bauer and O. Vogel, ih., 36. 114, 1918; Zeit. Metallkunde, 10. 129. 1919; O. Bauer and 

F. Wetzel, Mitt. Materialprujungsamt, 34. 11, 1916 ; H. Bauermeister. Srhiffhau, 28. 469, 19.J7 ; 

A. van Book, Edin. Phil. Journ., 23. 46, 1837 ; Ann. Chim. Phys., (2), 64. 225. 1837 ; B. Bell, 
Trans. Inst. Naml Architects, 10. 174, 1869 ; C. Benedieks and H. Lufquist, Nonmctaltic Inclusions 
in Iron and Steel, London, 262, 1930 ; G. D. Bengough, A. R. Lee and F. Worni’well, Proc. Hoy. 
Soi'.y 131. A, 494, 1931 ; 134. A, 308, 1931 ; W. Bennett, Engg., 122. 796, 1926 ; W. Bbim and 
C. F. Thomas, Trans. Amer. Electrcs'hem. Soc., 48. 69, 1925; 1*. A. von Bon.sdorff, Pogg. Ann., 
42. 332, 1837 ; A. Brochet and J. Petit,/17? Chim. Phys., (8), 3. 457, 1904; L. Bruner and 
St. Tolloczko, Zdt. anorg. Chem,, 28. 314, 1901; 35. 23, 1903; Ziit. phys. Chon., 35. 283, 
1900 ; E. Brunner, Zed. phys. Chem., 47. 5t», 1904 ; C. \. van Brunt. Journ. Ind, Eng. Clam., 21. 
352, 1929 ; G, F. Burge.ss, Engg., 88. .304. 1909 ; Trans. Amer. Electrochon. Soc., 13. 17, DOS ; 

G. F. Burgess an<l S. F. Engle, ih., 9. 199, 1906; G. J. Burrows and C. K. Fawhitt, Journ. Hoy. 
Soc., New South Wah v, 45. t>7, 1912 ; L. 11. Gallendar, Pro<\ Hoy. Soc., 115. A, 349. 1927 ; Ttans, 
Faraday Soc., 23. 195, 1927 ; O. (’arraseo and PL Sartori, (Horn. ('him. Ind., 13. 557. 1931; 

H. (yassel, Korrosion MiUdUihntz, 1. 75, 1925 ; M. Gentnersz>\er and M. Straumani.s, Zot. phys, 
Chem., 128. 369, 1927 ; (’. H. Gharles, Iron Age, 89. 252, 1912; W. (’harpontier, I'rJnr die 
Zusammenhange ion Versrhhis uud Korrosion an Konstruktioiusstahloi bd Kalicurhotung dnrch 
Ihuckwechsel, rollende Hnbung vnd gletiende Heihung, Berlin, 1931 ; H. le GhateluT and 

B. Bogitseh, Her. Mil., 16. 129, 1919 ; G. Ghaudron, Chim. Ind., 26. 273, 1931 ; (i. G. Glifford, 
Mech. World. 56. 258, 1915; J, W. Gobb, Journ. Iron Sted Inst., 79. i, 103, 1909; 83. i, 170, 
1911 ; J. T. Gomer, Journ. Inst. Metah, 5. 115. 1911 ; F. Gumberland, Trans. Faraday Soc., 11. 
277, 1915; A. S. ('iishinnn, Trans. Arner. Ehctrochem. Soc., 12. 403, 1907 ; Bull. I’.S. Dejd. 
Agric., 239, 1905; Bull. C.S. Dept. Public /i*oorfs\ 30, 1007 ; Journ. Iron Sted Ind., 79. i, 33, 
1909 ; A. S. Gu.shman and H. A Gardner, The Corrosion and Picservafion of Iron and Slid, New 
York, 1910 ; H. K. Davies. Journ. Soc. i'hon. Ind., 18. 102, 1899 ; E. Tlavy, Phil. Trans.. 144. 
151, 1S24; Phil. Mag., (3), 41. 389, 1835; B.A. Hep., ,33, 1835; H. Davy, Phd. Trans., 114. 
242, 1824 ; Ann. Phil.. 9. 297. 1825 ; J. Davy, Kdin. Phil. Journ., 17. 42, 1834 ; D. llebye, Zeit. 
Elektrochim., 39. 820, 1933 ; W. Diuinv, Journ. Iron Sted hist., 19. i, 63, 1881 ; G. H. Desch, 
Trans. Faraday Soc., 11. 198, 1915; (\ M. van Deventer, Zdt. phys. ('hem., 91. 687, 1916; 

H. Diegel, Marine Uund., 1485, 1898 ; Verh. Vir. IhJOrd. atiecrbfi., 75.3X3. 1899 ; 82. 157. RK)3 ; 
H. J. Donker and R. A. Dengg, Polyi. Weikhl.. 40, 47, 1927 ; Korrosion Metallschutz, 3. 217, 1927 ; 
W. R. Dunstan, Proc. Chem. Soc., 19. 150, 1903 ; W. R. Duustan and J. R. Hill, Journ. Chem. 
Soc., 99. 1835, 1911 ; J. Eekell, Zed. Elektrochem., 38. 13, 1932 ; Zur Frage nach den elektro- 
chemischen Grundlagen dei Metallkorrosion, Marburg, 1927 ; H, Endo, Science Hep. Tohoku Univ., 
17.1265, 1928 ; F. Ensslin and F. Buschendorf, Korrosion MetallschutZy 5. 227,1929 ; U. K. Evans, 
Journ. Oil Colour Chem. Assoc., 6. 155,1923 ; The Corrosion of Metals, London, 102, 1926 ; Engg., 
120. 134, 1030; Journ. Hoy. Soc., 75. 644, 1927 ; Trans. Faraday Soc., 18. 1, 1922 ; 19. 201, 
798, 1924 ; Journ. Soc. Chem. Ind., 43. 222, 336, 1924 ; 47. 69, 73, 1928 ; Proc. Cambridge Phil. 
Soc., 22. 54, 1924 ; 7hch. Puhl. Amer. Inst. Min. Eng., 205, 1929 ; Journ. Inst. Metals, 29. 118, 
1922 ; 80. 239, 1923 ; 33. 27, 253, 1925 ; Met. Ind.,25. 130, 153, 317, 481, 507, 1926 ; 33. 229, 
264, 281, 300, 1928; Journ. Soc. ( hem. hid.- Chem. Ind., 43. 222, 1924; U. R. Evans, 
L. C. Bannister and S. G. Britton, Proc. Hoy. Soc., 131. A, 355, 1931 ; U. R. Evans and 
R. T. M. Haines, Journ. Soc. Chem. Ind., 46. 347, 363, 1927 ; J. Fnrquharson, Trans. Imt. Naval 
Architects, 23. 143, 1882 ; P. Flower, Journ. Iron Steel Inst., 29. i, 36, 1886; J. A. N. Friend, 
The Corrosion of Iron and Sted, London, 19, 1911 ; Iron Coal Trades Rev., 116. 902, 1928; 
K. H. Gaines, Trans. Amer. Ehctrochem. Soc., 13. 55, 1908 ; G. Gallo, Gazz. Chim. Ital., 43. i, 288, 



mmom' AND 'mmmivAi ohkmwthv 

41. 425, 1008 • Journ. Munirii^al School. Tich.y 2-8/. 1010; P. Gocrens.Journ. bon Sted Jn.s‘f.~ 
Carnegie Mein., 3. 394, 1911 ; Ferrum, 10. 205, 1013; Stahl Eben, 33. 443, 1013 ; O. dross, 
Brenmtoff Chemie. 11. 133, 1030; F. Gudeman, ('Item. Met. Kngg., 8. OHO, 1010; W. Guertki 
and B. Blumenthal, Zvit. Mctallktiude, 23. 1 IS. 1031 ; Zeit. pht/s. ( h m.. 152. 197, 1930 ; (\ Hazri- 
bucchen, Bull. Eug. Vniv. iri^yroa-sia, S, 1900; IT. Haneinann and C. bind, Stahl Ehseif, 33. 551, 
1913; H. H. Hanson and AV. K. Lewis, t^hem. Met. Engg., 13. 55, 1008; 17. 250, 1012; 

J. B. Hartley, B.A. Th 56. 1S3S ; E. S. Hedges and J. E. Myers, Journ. (Jo m. Soc., 127. 405, 
1925 ; E. Heyn and O. Bauer, Zed. Dampfk^ssel, 35. 445, 19i2 ; Journ. Iron Steel Jnd., 79 i, 
109, 1900 ; Mitt. Materialprufuugmmt. 26. 1, 1908 ; 27. 97, 1909 ; 28. 02, 1910 ; 29. 454, lOJ 1 ; 
36.130, 1018 ; H. I). Hibbard, Trans. Amir. Inst. Min. Eng., 41. 810, 1010 ; C. E. Homer, Journ. 
Iron Sted Inst.—Carnegie Mi m., 21. 35, 10.32 : H. M. Howt, Trans. Aintr. Soe. T(sting Materials, 
6. 158, 1900 ; A. L. Hughe.s, Phil. Mag.. (0). 28. ,337, 1014 ; VV. E. Hughes, ('la m. M(t. Engg., 29. 
520, 1023 ; R, Irvine, Jauin. Soe. i 'lam. Inet., 10. 238, 1801 ; G. le R. de Jeaiu'ourt, French Pat. 
No. 10, 1701; VV. P. Jorissen, Chtm. Weekbl.. 13. 1020, 1010; (%fn. Aeirs, HI. 00, 1915; 

K. Kieper, Korrosion Meiallschulz, 5. 13, 1030; G. von Knorre. ]'erh. Vtr. Hi ford. Giwerbjl., 89. 
265. 313, 379, 420, 1910 ; P. Kotzsdike and E. Piwovvarsky, Arch. Kiscnhutlcnivis(n, 2. 333, 1929 ; 
E. F. Kohman and N. H. Sanborn, Journ. Ind. Eng. ('lam., 20. 70, 137.3, 1928 ; 25. 920, 1933 ; 
K. Kremann and K. Midler, Die Ehktroniotorischcn Kriijlc, Leipzig, 54t), 1930 ; H. Kreusler, V(rh. 
dent. phys. Ges., (2). 10. 344, 1908 ; Clam. Ztg., 32. 470, 1908 ; S. Kyropoulos, Ztif. anorg. Chem., 
114. 157, 1920 ; B. Lambert, Trans. Faraday Soc., 9. 114, 1914 ; Journ. Clam. Soc., 107. 218, 
1915; W. S. Landis, Trans. Arner. Ehetrocht m. Soc., 19. 59, 1911; Met. ('hi m. Engg., 9. 2(>7. 1911; 
E. F. Law, Journ. Iron Sted Inst., 74. ii, 104, 1907 ; A. Ix'debiir, ih.. 13. i, 15, 1878 : \. B. Lewes, 
Trans. Inst. Naval Architects, 28. 247, 1887 ; 35. 271, 1804 ; E. Liebnaeli and VV\ \\3ederbolt, 
Zeit. Elektrockem.. 34. 38, 1928 ; C. Lindet, Hull. Soc. Chim., (3), 33. 30, 1903 ; Compf. Rend., 139. 
859, 1904: K. H. Lneek and H. T. Blair, Trans. Arner. ElectnK'hm. Soc., 54. 257, 1928; 
I). J. MeAdani, Tech. Pull. Arner. Inst. Min. Eng., 417, 1931 ; A. L. McAulay and F. 1*. Bowden, 
Journ. Clam. Soc., 127. 2005, 1925 ; R. J. MeKay, Journ. Ind. Eng. (Jiem., 17. 23, 1025 ; 'Trans. 
Arner. Electroehem. Soc., 41. 201, 1022; ('hem. Mit. Engg.. 26. 773, 875, 1(^22; R. Mallet, 
H.A. Rep., 200, 1839 ; 241, 1840 ; 1, 1843 ; K. Mandi, Mith Staat. Ttch. Virsuchmmt, Wien, 19. 
L 1930; (', L. Mantell, Tech. Puhl. Arner. Inst. Min. Eng., 171. ]92!>; C\ L. Mantell and 
W, O. King, Trans, Arner. Elertnxhem. S(k., 52. 435, 1927 ; VV’. Marriott, Proc. Inst. Civil Eng,, 
162. 213, 1905; B. Martell, ih., 65. 102, 1881 ; E. Maurer. Ziit. ElfUrodam., 39. 820, 1033 ; 
P, D. Merica, t'lnm, Mtf. Engg., 15. 415, 1010 ; 26. 773, 1022 ; Tran'^. Arner. InA, Mttah, 10. 
lOtb 1916; Tteh. Pajur Rur. Standards, 00, 1017 ; M. Meyer, Jouin. tah. okon. (lani., 10. 833, 
1831 ; J. T. Milton and VV'. J. Larke, Proc. Inst, ('ini Eng., 154. 138, 1003 ; T. N. Morris and 
J. M. Bryan, Food Man/,, 6. 100, 1031 ; (L J. Mulder, Bibl. Cniv., 4. 172, 1836 ; 11. S. Munroe, 
Journ. Iron Sted Inst., 23. i, 363, 1883; E. Nehring, Konserven Ind., 18. 280, 1031 ; and 
E. Nehrjng, ib., 18. 190, 214, 1031 ; VV. Nernst, Ziit. phy^. ('hern., 47. 52, 1004 ; A. Neul)urger, 
Zjiit. FhktrocJurn., 9. 77, 1904; H. KipjKT and E. l^iwowarskA', Foundry, 60. 3t), 1032; 
A. A. Koyes and W. K. Whitney, Zeit. jJiys. Clum., 23. 689, 1897 ; J*. Oberhotler, H. d. Schifller 
and W. Hessenbriieh, Arch. EisenhiittenweK^n, 1. 57, H128 ; F. Osmond and J. Werth, Ann. 


Mines, (8), 8. 5, 1885; \V^ Palmaer, Z^cit. Elektroela m 36. 474, 1930 ; Korrosion MitalTrhutz, 2. 
3, 6, 33, 57, 58, 1926 ; Ing. Vit. Akad. Ilandl., 93, 1920 ; VV', Parker, Journ. Iron Stal Inst., 19. 
i. 30, 1881 ; A. Pellerin and E. Lasansae, Chim. Ind., 25. 1348, 1931 ; W. H. Pepys, Phil. Trans.^ 
114. 246, 1824 ; T. E. Perks, Ji/urn. Sac. Claim. Ind., 43. 75, 1924 ; A. Phillip, Trans. Faraday 

Soc., 11. 244, 1015 ; E. 1‘ietseh, B. G. Eggebrecht and W. Roman, Zdt. phys. ('him., 157. 363, 
1931 ; K. Pitsohner, Mdal Ind., 32. 298, 1928 ; Proc. Anar. Soe. Testing Mahrials, 27. ii, 304, 
1927; H. S. Rawdon, Min. M((., 8. 229, 1924; Journ. Ind. Eng. Clam., 19. 613, 1927 ; 
F. H. Rhodes and E. B. ,Iohnson, Journ. lud. Eng. Cliem., 16. 575, 1024; 11. h\ Richards, 
Journ, Iron Sled Jnd., 1. 183, 1028; T. W'. Richard.s and (J. E. Bchr, Zdt, phys. ('hem., 
58. 301, 1007 ; The Electromotive Forer of Iron under varying ('onditions, and tlm Effect of 
Occluded Hydrogen, VV'ashington, lOOtJ; G. Richardson, Journ. Iron Sted Inst., 19. i, 67, 1881 ; 

L. T. Richardson, Iron Age, 105. 1165, 1020; Trans. Arner. Electroehem. Soc., 37. 520, 1920 ; 

M. Rudolph, Korrosion Metallsehutz, 5. 246, J929 ; Metallurgist, 6. 46, 1930; R. P. Ruascll, 
E. L. C’happtdl and A. White, Journ. Ind. Eng. ('hem., 19. 65, Hl27 ; A. Sang, Proc. Eng. Soc. 
West. Pennsylvania, 24. 258, 1909 ; R. Saxon, ('hem. News, 135. 33, 1927 ; A. Schleicher, Met., 
7. 82, 190, 1900 ; A. Nehleicher and G. Sehultz, Stahl Eisen, 28. 50, 1008 ; W'. Sehlutter, Korrosion 
Metallsehutz, 1. 30, 1025 ; W. Schmid, Rev. (Jen. Elect., 27. 685, 1030 ; F. Schmitz, Ztcit. Metall- 
kunde, 21. 64, 1929; C. F. Schonbein, Fogg. Aim., 43. 13, 1838; Bibl. Vniv., 13. 164, 1838 ; 
Jenirn. prakt. Clam., (1), 14. 315, 1838 ; W. van W. i^diollen, Korrosion Metallsehutz, 5. 62, 1929 ; 
M. Schromm, Stahl Eisen, 12. 589, 1892 ; E. C. Sherman, Eng. News, 61 .292,1909 ; J. W. Shipley, 
Journ. Soc. Chem. Ind., 41. T, 311, 1922; .L W. Shipley and I. K. McHaffic, Journ. Jnd. Eng. 
('hem., 16. 573,1924 ; A. Sinclair, Proc. Inst. Civil Eng., 154. 184,1903 ; A. Skrabal, Zeit. Elektro- 
fhem., 10. 751, 1904 ; C. J. SmithclLs, World Power, 8 . 85, 1928 ; S. Sorel, French Fat. No. 11773, 
1840 ; F. N. Speller, Trans. Arner. Ekclrockem. Soc., 31. 194, 1917 ; Tech. Paper U.S. Bxir Mims, 
236, 1919; W. Spring, Rec. Trnv. ('him. Pnys-Bas, 23. 7, 1904; A. Stansfield, Eng. Journ., 14. 444, 
1931 ; Metals Alloys, 3. 6, 1932 ; M. Straumanis, Zeit. phys. Chem., 129. 370, 1928 ; Korrosion 
Aletalhchutz, 4. 128, 351, 1028 ; A, Stuart, Journ. Ind. Eng. Chem., 5. 905, 1913 ; Trans. Roy, 



IRON 


477 


Canmia, 7. liU.'i; R. vSlinniK‘r, KonoHion MetalhrhulZf 3. 205, 1927 ; (\)hipl lUntd 126 
1316, 1923 ; G, Tammaim and F, Neul^ort, Zdi. an(yrg. CJiem., 201. 225, 1931 ; A. Thiel, Zn7. 
jthyfi. dum.. 151. 103, 1930; A. Thiel ajid E. Bremiing, Zeii. anorg. (’/urn. * S3. 349, 1913; 
A. Thiel and J. Eckell, Znt. FAvltrochm., 33. .385, 1927; Hxlzbo. 6Vs. Ikjord. Aafxnw/s^., (il. 
1920 ; Kono/fiou MdalUchiitz, 4-. 354, 1928 ; A. Thiel and W. Ernst, xb., 6. 97, 1939 ; Todt, 
/fc.,6.169,1929 ; Zed. ( 7/^ m., 148.434,1930 ; Znt. KlfkUocJum.,3S. 140,1933 : G. A. Tom¬ 
linson, JVor. y?o//. Noe., 115. A, 472, 1927 ; E. Tru))shaw, Ji urn. Iron Stffi JnA., 23. i, 252, 1883 ; 
F. Uher, iMitt. (kuurljvmu.sdinos 10. 203, 1900 ; W. H. J. Wrnun. Journ. Bitminqlmm Met. 

Soc., 7. 422, 1919 ; Tian.s. Faraday AV.,23. 1.59, 1927 ; W. 11. Walker, Tratu^. Auur. Fl<ctrochem. 
Soc., 14. 175, l‘K)8 ; 29. 433, 1910 ; ('hm. Mil. Kngg., 7. 1.50, 1908 ; 14. 388, 1910 ; Journ. Iron 
Ft((l 79. i, 09, 1909 ; Fror. Anur. Ind. Testing MaidiaU. 9. 430, 1909 : W. If. Walker, 
A. M. Cederholm and L. N. Bent, Journ. Ann r. Chem. Foe., 29. 1251), 1907 ; 30. 473, 1908 ; Trans. 
Amir. EJectrorhnn.Foc., 14.175, 1908; W.Il. Walker and T. Dill, Proc.Amcr.S(>i\Test mg Materials, 
7. 230, 1907 ; W. H. Walker and W. K. Lewis, ib., 9. 754, 1909 ; Jouin. hid. Kng. (Jiem., 1. 754, 
1909 ; W. H. Walker and K. l\ Russell, xb., 16. 276, 1924 ; Wah« r, Chem. Ztg., 22. 808, 1898; 
(). P. Watts, Trarus. Arnvr. Ehclrocheni. Soc., 33. J73, 1918 ; 0. V. Watts and H. (’. Knapp, i6., 
39. 1(K), 1921 ; (). P. Watts and P. L. de Vertei, ?/>., 30. 14.5, 1910 ; M. Werner, Ueber einige 
Biobachlungdi an hcsstlscJauhn, Chariottenburg, 1920 ; K Western, Jovrn. New England 
Waterworks .d.svsor., 24. 559, 1911 ; G. (\ and M. V. Whipple, Chm. Md. Engg., 10. 040, 1912 ; 
Trans. Anur ,El(Ctrochern. Soc,, 22. 159, 1912 ; W. H. Wdiite, Journ. Iron Stfd Ind., 19. i, 08, 
1881 ; W'. G. Wdutiuan and K. P. Rus.sell, Jiaern. Ind. Eng. tVntz/.jlO. 270. 1924 ; 17. 348, 1925; 
W'. G. Whitman, R. i\ Russell and A. .1. Alth^ri, ib.. 16. 005, 1924; R. E. Wilson, Journ. 
Amer. dam. Soc., 43. 704, 1921 ; G. K. W’oodvine and A. L. Roberts, Journ. Iron Steel Inst., 
113. i, 219, 1920 ; M. F. von Wurztimiberger, *SV7/;ru2. Jiaut..g., SQ. 1919. 

L. Aitehison, Journ. Iron Steel Inst., 93. i, 77, 1910 ; Trans. Faraday Soc., 11. 212, 1910 ; 
.1. Aston, Tiann. Atner. Elecitochtiu. Soc., 29. 449, 1910; 3. Aston and ('. F. Burgess, ib., 22, 

I. 59, 1912 ; O. Hauer, Stahl Eisen, 41. 45, 1921 ; J. R. Baylis, ('hem. Met. Engg., 32. 974, 1925 ; 
C. Benedicks, 7'rans. Amcr. Inst. Min. Eng., 71. 597, 1925; Ingen. Vet. Hnndl., 60. 1, 1927 ; 

S. C. Britton and V. R. Evans, Trans. Anur. Electroch ai. Soc., 61. 441, 1932; A. (’. Brown, 
Journ. Iron Steel Inst., 34. ii, 129, 1888 ; O. Brown, Engg., 57. 544, 1894 ; I). F. Calhaiie and 
A. T^. (iammage, J/t/., 4. 780, 1907 ; L. H. Callender, Proc. Hoy. Soc., 115, A, 349, 1927 ; H. Cassel 
and T. Erdey-ttruz, Zeit. phys. Chem., 156. 317, 1931 ; E. \j. Chappell, Journ. Ind. Eng. Chem., 
19. 464, 1927; A. S. Cu.shman, Journ. Franklin Inst., 171. 345, 1911 ; E. Knglesson, Eng.t 
150. 418, 1930 ; V. R. Evans, Journ. Soc. Chem. Ind., 33. 127, 315, T, 1924 ; 34. 163, T, 1925 ; 
47. 55, 62, T, 1928 ; Journ. Soc. Chem. Ind.-Chem. Ind., 43. T, 129, 315, 1924 ; 45. 37, 1926 ; 
Journ. Inst. Metals, 30. 239, 1923 ; Journ. Ind. Eng. Chem., 17. 363, 1925 ; Journ. Chem. Soc., 
92. 1929; Journ. Oil ('olour Chem. Assoc., 6. 160, 1923; Proc. Cambridge Phil. Soc., 22. 54, 
1924 ; The Corrosion of Metals, London, 79, 1926 (1 am indebted to the publishers for jxTmission 
to adaj)t Figs. 364 and 365 from this uork) ; Trans. Faraday Soc., 18. 1, 1924 ; 19. 201, 789, 
1924 ; ('hem. Md. Engg., 30. 949, 1924 ; Proc. Cambridge Phil. Sue., 22. 54, 1902 ; Proc. Hoy, 
Soc., 107. A, 229, 1925 ; Journ. Fiankhn Inst., 208. 45, 1929 ; Metal Ind., 29. 207, 981, 1926 ; 
Korrosion Mdallschutz, 6. 74, 173. 1930; Journ. Inst. Metals, 30. 239, 1923; 33. 27, 1925; 
Journ. Amer. Chem. Soc., 46, 1601, 1926 ; X^. R. Evans and C. WC Borgmann, Zeit. phys. Chem., 
160. 194, 1932 ; If. O. Forrest, B. IC Koedheli and R. H. Brown. Journ. Ind. Eng. Chem., 22. 
1197, 1930; 23. 350, 1931 ; W^ Frankcl and (L Tammann, Zdt. aiwrg. C'hcm., 60. 428, 1908; 

J. A. N. Friend, Science Progress, (2), 8. 202, 1913 ; Journ. Chem. Soc., 119. 932, 1921 ; T. Fuji- 
hara, Journ. Ind. Eng. ('hem., 19. 1(K)8, 1927 ; 7'rans. Amer. Ehrtrochem. Sex'., 49. 1, 327, 1926 ; 

T. 8. Fuller, ib., 39. P>9, 1921 ; B. (rarre, Korrosion Metallschuiz, 3. 1, 1927 ; P. (ioerens, Journ. 
Iron Steel 1 list.— ('arnegie Mem., 3. 391, 1911 ; Fcrrinn, 10. 265, 1913; Stahl Eisen, 33. 443, 
1913 ; F. (roudnan, ('hem. 11 eekbl., 16. 1283, 1919 ; E. Herzog and G. Cliaudron, Compt. Hcnd., 
192. 837, 1931 ; Keirremon Metallschutz, 6. 171, 1930; G. N. Huntley, Journ. Seic. Chem. Ind., 
28. 339, 1909 ; E. Heyn, Mitt. teeh. VersucEsanst, 18. 38, 1900 ; W\ Kistiakowsky. Zed. KhktrO’ 
ehem., 14. 113, 1908 ; R. Krcmann and R. Muller, Die clektromotoriseJu n Krdjte, J>*ipzig, i, 549, 
1930; O. Knihiike, O'esundhnts Ing., 33. 393, 1910; E. Liebreieh, Korrosion Metallschutz, 1. 
07, 1925; 5. 20, 1929; ZcU. phys. Chem., 155. 123, 1931 ; 156. 319, 1931 ; 160. 211, 1932 ; 
L. R. Luce, Physique, (10), 11. 176, 1929 ; E. Maass and E. Liebreieh, Zed. anguc. ( hem., 
37. 897, 1924 ; Konoswn Metedhehutz, 6. A, 103, 172, 19.30 ; A. L. McAulay and F. P. Bowden, 
Journ. ('hem. Sac., 127. 2605, 1925 ; L. MeCulloeh. Journ. Amer. ('hem. Soc., 47. 1940, 1925 ; 48. 
K)03, 1920 ; R. ,1. McKay, Journ. Ind. Eng. ('hem., 17. 2.3, 1925 ; E. Marianini, Ann. (Jnm. Phys., 
(2), 45. 40, 1830 ; G. Mehrtens, Steihl Eisen, 18. 870, 1S98 ; ,1. Mitehell, Chem. Tiade Journ., IS. 
348, 1920 ; A. Payui, Ann. ('him. Phys., (2), 63. 405, ]S3t>; E. Pietsch and E. dosephy. Zed. 
Eleklrorhem 37, 823, 1931 ; A. M. Portevin, Her. Met., 26. 000, 635, 1929 ; H. S. Rawdon, Jo-urn. 
Ind. Eng. Chem., 19. 013, 1927 ; E. A, and L. T. Hiehardson, Md. Chem. Engg.. 15. 4.50, 1910 ; 
W. D. Richardson, ib., 23. 243, 1920 ; W. Kosenhain and 1). Ewen, Jemrn, ln,d. Mdeds, 8. 149, 
1913 ; G. Schikorr, Zeit. jihys. ('hem., 160. 211, 1032 ; A. Rchleichor and G. Schultz, Stahl Eisen, 
28. 50, 1908 ; G. C. Schmidt, Zed. phys. Chem., 106. 140, 1923 ; E. H. Schulz. Stahl Eisen, 45, 
235, 1925 ; G. M. Schw^ab and E. Pietsch, Zeit. j^hys. dum., 1. B, 385, 1928 ; Zeit. Ekktrochem., 
35. 594, 1929 ; D. W. Smith and R. F. Mehl, Metals Alloys, 4. 31, 36, 1933; F. N. SpeUer, 
Journ. Jjui. Eng. Chem., 17. 339, 1925 ; J. Spennrath, Verb. Qe/wirbefl., 74. 245, 1895 ; J. Stapeii- 
horat, Zeit, phys. Chem., 92. 245, 1918 ; G. Tammann, Lehrbuch der Mctallurgic, Leipzig, 133, 





478 


INORGANIC AND THEORETICAL CHEMISTRY 


1921 ; Ztil, iJklirockem., 18. 584, 1912 ; 85. 26, 1929 ; Zeit. unary. Chem.y 107, 176, 1919 ; 
H. S. Taylor, Proc. Roy. Soc.y 108. A, 106, 1926 ; A. Thiel and W. Ernst, Korrosion Meialhchutz, 
6. 97, 1930 ; W. Thomson, Trans. Manchester Assoc. Eng., 245, 1893 ; W. A. Tilden, Joum. 
Chem. Soc., 93. 1356, 1908 ; F. Todt, Zeit. ElektrocJiem.f 34. 580, 695, 853, 1928 ; Zcit. phys. 
Chem., 148. 434, 1930 ; Korrosion Metallschutz, 6. 169, 1929 ; G. A. Tomlinson, Proc. Roy. Soc., 
115. A, 472, 1927 ; W. H. J. Vernon, Metal Ind., 30. 440, 1927 ; Trans. Faraday Soc., 19. 839, 
1924 ; 23. 159, 1927 ; W. H. Walker, Journ. Amcr. Chew. Soc., 29. 1269, 1907 ; Met., 0. 343, 
1909 ; G. Walpert, Zeit. phys. Chem., 161. 231, 1930 ; E. Warburg, Wted. Ann.^ 38. 321, 1889 ; 
M. WeiTier, Korrosion Metallschutz, 2. 65, 1923 ; G. G. and M. C. Whipple, Trans. Amer. Electro- 
chem. Soc.y 22. 159, 1912 ; W. G. Whitman and K. P. Russell, Journ. Ind. Eng. Chem., 16. 276, 
1924; 17. 348, 1925; W. G. Whitman, R. V. Russell and V. J. Altieri, ib., 16. 665, 1924; 
W. R. W^hitnoy, ib., 17. 385, 1925; R. E. Wilson, {6., 15. 127, 1923; A. Winstanley, Colliery 
Guardian, 127. 90, 158, 1924; H. Wolbling, Ferrum, 10. 161, 1913; J. W^ulff, Naturwiss., 17. 
389, 1929 ; F. W’^urtzemberger, Schweiz. Bauztg,, 74. 6, 1919. 

L. Aitchison, Trans. Faraday Soc., 11. 233, 1916 ; H. Altpet^^r, Stahl Eisen, 35. 364, 
1916 ; R. J. Anderson and G. M. Enos, Trans. Amer. Inst. Min. Eng., 70. 391, 1924 ; G. 1). Ben* 
gough and R. May, Joum. Inst. Metals, 82. 197, 1924; P. T. Bruhl, ib., 6. 285, 1911 ; C. Chappell, 
Stahl Eisen, 32. 832, 1912 ; Journ. Iron Steel Inst., i, 280, 1912 ; M. Delbart, Cnmpt. Rend., 
180. 9.34, 1925; J. Driesen, Ferrum, 11. 166, 1914; V. Duffek, Korrosion Metnllschutz, 2. 186, 
1926 ; H. Endo, Science Rep. Tdhoku IJniv., 17. 1260, 1928 ; W. R. Fleming, Iron Age, 89. 
6661, 1912 ; Stahl Eisen, 82. 922, 1912 ; C. Frtmiont and F. Osmond, Rev. Met., 2. 776, 1905 ; 
P. Goertms, Journ. Iron Steel Inst. — Carnegie Mem., 3. 394, 1911 ; Ferrum, 10. 265, 1913 ; Stahl 
Eisen, 38. 443, 1913 ; R. G. Guthrie, Trans. Amer. Soc. Steel Treating, 11. 341, 1927 ; H. Hane- 
mann and C. Lind, Stahl Risen, 83. 551, 1913 ; 1). Hanson, Trans. Faraday Soc., 17. 91, 1921 ; 
E. Heyn and O. Bauer, Mitt. Materialprilfungsamt, 24. 29, 1906 ; 27. 67, 1909 ; C. Trresberger, 
StaU Eisen, 85. 1331, 1915 ; J. A. Jones, Trans. Faraday Soc., 17. 102, 1921 ; Vi. Roster. Arch. 
Eisenhuttenmsen, 2. 503, 1929; N. S. Kurnakoff and A. N. Aelmasaroff, Zeit. anorg. Chem., 
125. 185, 1922; J. T. Milton and W, J. Larkc, Proc. Inst. Cml Eng., 154. 122, 1903; H. S. Rawdon, 
Mining Met., 158, 1920 ; Science Paper U.S. Bur. Standards, 377, 1920 ; Scient. Amer. Monthly, 
3. 372, 1924 ; Metal Ind., 30. 647, 1927 ; Journ. Ind. Eng. Chem., 19. 613, 1927 ; Trans. Amer. 
Electrochem. Soc., 39. 227, 1922; G. Kittler, Wasser Gas, 17. 366, 1927 ; G. Schleicher, Met., 
6, 182, 201, 1909; G, Schumann, Stahl Eisen, 82. 922, 1912; Iron Age, 89. 1040, 1912; 
S. W^ Smith, Joum. Inst. Metals, 15. 176, 1912 ; 23. 169, 1916 ; J. P. Sparrow, Power, 38. 531, 
1913; W. H. J. Vernon, Journ. Birmingham Met. Soc., 1. 548, 1919; J. H. Whitelcy and 
A. F. HalUmond, Joum. Iron Steel Inst. — Carnegie Mem., 9. 1, 1918 ; 14. 163, 1925 ; S. VVhyte, 
Chem. News, 113. 56, 1916 ; Trans. Faraday S(K,. 11. 235, 1915. 

L. Aitchison, Trans. Faraday Soe., 11. 233, 1915; E. H. Amagat, A7in. Chim. Phijs., (6), 
29. 57, 1893 ; Comjl. Rend., 100. 635, 1885 ; K. Arndt, Met., 8. 353, 1911 ; Chm. Zig., 34. 425, 
1910; Zeit. Elektrochem,, 18. 233, 1912; GUs.Kini Ztg., 9. 461, 497, 1912; J. Aston, Trans. 
Amer. Electrochem. Soc., 29. 449, 1916 ; W. D. Bancroft, Journ. Ind. Eng. Chrn., 17. 336, 1925 ; 

O. Bauer, Mitt. Materialpriijungsamt, 37. I, 1919 ; J. R. Baylis, Journ. Soc. Chnn. Ind., 18. 370, 
1926; ( hem. Met. Engg., 32. 974, 1925; G. J). Bengough, Rejmrts of the Corrosion Rrsiarch 
Committef, London, 2. 57, 1913; 3. 113, 1916; 4. 68, 97, 121, 149, 1919; 5. 80, 1920 ; 7. 191, 
1924 ; G. D. Bengough, J. M. Stuart and A. R. Ix‘e, Proc. Roy. Soc., 116. A, 4.50, 1927 ; fL D. Ben¬ 
gough and F. W’ormwell, ib., 140. A, 399, 1933 ; W. A. Bradbury, ( lam. News, 108. 307, 1913 ; 

P. W. Bridgman, Proc. Amer. Acnd., 46. .325, 1911 ; J. M. Bryan, Ript. Dipt. Scient. Ind. 

Research — Food, 109, 1930 ; L. H. Callender, Proc. Roy. Soe'., 115. A, 349, 1927 ; (\ Chappell, 
Journ. (hern. Soc., i, 270, 1912; E. L. Chappell, Journ. hid. Eng. ( hem., 19. 464, 1927 ; 
G. Chaudron, La Nature, 58. 172, 1930; BVi.wr Ahwasser, 27. 171, 1931 ; F. Clement, (Junrf. 
Journ, Science, 2. 385, 1817 ; J. W^ Cobb and G. Dougill, Journ. ( hem. Soc. Ind., 33. 49.3, 1914 ; 
G. L. Cox and H. E. Roetheli, Journ. Ind. Eng. Chem., 23. 1012, 19.31 ; W. H. (Veutzfeldt, Arch. 
Eisenhitttenweseu, 1. 427, 1027 ; J. Dewrance, Journ. Inst. Mdals, 37. 27, 1927 ; W\ R. Dunstan 
and J. R. Hill, Jowr//. Clam. Soc.,99. 18.35, 1911 ; H. Endo, Rejn Tdhoku Cntv.,\l. 1111, 

1928; H. Endo and S. Kanazawa, ib., 19. 425, 1930; Proc. Werrld's Eng. Congr. Tokyo, 34. 
251, 1931 ; H. Euler, Zteit. Elektrochem., 28. 2, 446, 1922 ; I’. R. Evans, Journ. Soe. Chem. Ind., 
33. 127, 315, T, 1924; 84. 163, T, 1925; 45. 37, T, 1926; 47. 55, 62, T, 1928; Chem. Met. 
Engg., 30. 949, 1924; Journ. Ind. Eng. ('hem., 17. 36,3, 1925: Journ. Soe. (^hrm. Ind.— Chm. 
ind., 43. 222, 1924 ; Journ. Oil Colour Chem. Assoc., 6. 15<k 192.3 ; Proc. ('nmbridge Phil. S(u\, 
22. 54, 1924 ; The ('orroffinn of Metals, Ixmdon, 79, 1926; Trans. Faretday Soc., 18. I, 1924 ; 
19. 201, 789, 1924 ; Prfic. Roy. Soc., 107. A, 229, 1925 ; Journ. Inst. Metals, 30. 239, 1923 ; 33. 
27, 1925; Journ. Amer. ('hern. Soc., 48. 1601, 1926; R. Evans and C. \^^ Borgmann, Zeit. 
phys. Chem., 160. 194, 1932 ; C. E. Fawsitt, Journ. Soc. Chem. Ind., 25. 1133, 1906 ; H. (). For* 
rest, B. E. Roetheli and R. H. Brown, Joum. Ind. Eng. Chem., 22. 1197, 1930; 23. 650, 1931; 
W. Fraenkel, Stahl Eisen, 48. 886, 1923 ; W. Fraenkel and G. Tammann, Zeit. anorg. Chem., 
60. 428, 1908 ; J. A. N. Friend, Journ. ('hem. Soc., 101. 50, 1912 ; B. Garre, Korrosion Metall- 
schutz, 3. 1, 1927 ; 1.1), van Giessen, Journ, Amer. Waterivorks Assoc,, 22. 36, 1930 ; P. Goerens, 
Journ. Iron Steel I nst.—Carnegie Mem.,Z.Z9A,\%\\ ; Ferrum,\9, 266, 1913 ; Stahl Eisen,ZS. 443, 
1913 ; E. C. Groesbeck and L. J. Waldron, Proc. Amer. Soc. Testing Malerials, 124. ii, 279, 1931 » 
L. Guillet, J. Galibourg and M. Ballay, Rev. MU., 22. 263, 1926; R. G. Guthrie, Trans. Amer. 
Soc. Steel Treating, 11. 341, 1927 ; H. G. Haase, Stahl Eisen, 47. 2112, 1927 ; W^ H. Hatfield, 



IRON 


479 


Trans. Faraday Soc,., 19. 165,1923 ; H. Hauschild, Ann. Physik, (4), 63. 816,1920 ; J. C. Hudson, 
Joum. Ind. Eng. Chsm., 25. 495, 1929; K. Inamura, Science liep. Tdhoku Univ., 16. 979, 987, 
1927 ; A. Jouve, Journ. Iron Steel Inst.^ 78. iii, 310, 1908 ; M. Jiirioker, Ann. Mines, (3), 8. 
283, 1835; O. Krohnke, Her. Kongr. Heizung Lilftung Berlin, 18. 60, 1930 ; B. Lambert, 
Trans. Faraday Soc., 9. 108, 1913 ; B. Lambert and J. C. Thomson, Journ. Chem. Soc., 97. 
2426, 1911 ; 101. 2056, 1913; 107. 210, 1916; I. Langmuir, Trans. Faraday Soc., 18. 607, 
1922 ; A. R. Lee, ib., 28. 707, 825, 1932 ; E. Liebreich, Korrosion Metallschutz, 2. 38, 1926 ; Zeit. 
phys. Chem., 160. 211, 1932; E. Liebreich and F. Spitzer, Zeit. Elektrochem, 18. 94, 1912; 
K. L. Logan, Bur. Standards Journ. Research, 3. 275, 1929 ; L. R. Luce Ann. Physique, (10), 
11. 176, 1929 ; A. L- McAulay and S. H. Bastow, Journ. Chem. Soc., 85, 1929 ; A. L. McAulay 
and F. P. Bowden, ib., 121. 2605, 1925 ; J. McBride, Trans. Amer. Soc. Min. Eng., 12. 518, 1891 ; 
16. 1087, 1894; L. McCulloch, Jmrn. Amer. Chem.. Soc., 41. 1940, 1925; 48. 1603, 1926; 
C. Marangoni and P. Stefanelli, Nuovo Cimenio, (2), 4. 373, 1870 ; F. Meyer, Gas Wasserfach, 74. 
703, 1931 ; T. N. Morris, Repi. Dept. Scient. Ivd. ResearrJi — Food, 119, 1930 ; C. Moureau and 
C. DufraisCj Journ. Soc. Chem. Ind. — Chem. Ind., 41. 819, 848, .1928; M. T. Murray, Journ. 
('hem. Met. Min. Soc. South Africa, 10. 54, 1909; Journ. Iron Steel Inst., 81. i, 703, 1910; 
E. Naumann, Gas \Vasserjach, 76. 349, 1932; Gesundh. Ing., 56. 315, 1933 ; E. Newbery, Proc, 
Roy. So(\, 111. A, 182, 1926; G. Paris, Rev. Gen. Elect., 9. 182, 1921 ; TAim. Ind., 6. 11, 1921 ; 
W. S. Patterson, Journ. Soc. ('hem. Ind., 38. T, 339, 1919 ; A. Payen, Ann. Chim. Phys., (2), 63. 
405, 1836 ; W. H. Perkins, Journ. Chem. Soc., 106. 102, 1914 ; R. Pfliicker, Metnllwaaren Ind., 
27. 295, 1929 ; E. Piwowarsky and H. Esser, Giesserei, 16. 838, 1929 ; A. M. Portevin, Rev. 
Mil., 26. 606, 635, 1929; S. Rachwal, Przemysl Najtowy, 7. 581, 613, 1932; H. S. Rawdon, 
Mining Met., 158, 1920 ; Science Paper U.S. Bur. Standards, 377, 1920 ; Scient. Amer. Monthly, 
3. 372, 1924 ; Metal Ind., 30. 647, 1927 ; Journ. Ind. Eng. Chem., 19. 613, 1927 ; Trans. Amer. 
Electrochem. Soc., 39. 227, 1922 ; F. H. Rhodes and E. B. Johnson, Journ. Ind. Eng. Chem., 16. 
575, 1924 ; J. G. A. Rhodin, Eng., 147. 66, 92, 1929 ; W. D. Richardson, Trans. Amer. Electro¬ 
chem. Soc., 38. 221, 1920 ; ('fhein. Met. Engg., 23. 23, 1920; B. E. Roetheli and R. H. Brown, 
Journ. hid. Eng. ('hnn., 23. 1010, 1931 ; W. Rosenhain, S. L. Archbutt and D. Hanson, Proc. 
Inst. M(ch. Eng., 1, 1921 ; W. Rosenhain and 1). Ewen, Journ. Inst. Metals. 8. 149, 1913; 
.1. Rothe and F. W. Hindrichscui, Mitt. MaUrialprufungsamt, 24. 275, 1906; 1). Ruff, Zeit. phys. 
('hem., 100. 419, 1922 ; B. 1). Saklatwalla, Chem. Mit. Engg., 21. 647, 1922 ; G. Schikorr, Zeit. 
phys. Chem.. 160. 205, 1932 ; (\ F. 8chonbeiri, Compt. Rend., 6. Til, 1838 ; Das Verhalten des 
Eisens zum Sauerstoff. Basel, 1837; G. Schumann, Iro7i Age, 81. 520, 1908; G. M. Schwab 
and E. Pielsch, Zeit. phys. Chem,, 1. B, 385, 1928; Zeit. Elektrochem., 36. 594, 1929; 39. 
409, 1033; J. Smithson, Ann. Phil., {'!), 1. 271, 1821; F. N. SptOIer, Journ. Franklin 
Inst., 193. 515, 1923; Tech. Paper U.S. Bur. Mines. 236, 1919; Trans. Amer. Electrochem. 
Soc., 38. 141. 1921; G. Tammann and H. Bredemeier, Zeit. anorg. ('hem., 142. 54, 1925; 
G. Tammann and W. Koster, Zeit. anorg. Che^n., 123. 196, 1922 ; H. S. Taylor, Proc. Boy. Soc., 
108, A, 105,1925 ; O.R.Texter, wcr. Waterivorks Assoc.,10.164, 1923 ; W. M. Thornton, 

Journ. hist. Elect. Eng., 36. 182, 1906 ; F. Todt, Korrosion Metallschutz, 5. 169, 1929 ; G. A. Tom¬ 
linson, Proc. Roy. Soc., 115. A, 472, 1927 ; W. H. J. Vernon, Trans. Faraday Soc., 19. 839, 1924 ; 
23. 159, 1927 ; ( hem. Trade Journ., 74. 37, 1924 ; Korrosion Metallschutz, 2. 103, 1926 ; Reports 
to the Atmospheric Corrosion ('ommiUee, London, 1. 840, 1923 ; 2. 119, 138, 1927 ; W. H. Walker, 
Electrochem. Met. Ind., 7. 150, HK)8 ; Truns. Amer. Electrochem. Soc., 14. 175, 1908 ; G. Walpert, 
Zeit. phys. Chem., 151. 231, 1930; W. K. Weller, Trans. Australian Inst. Eng., 8. 408, 1927 ; 
W. G. Whitman and R. P. Russell, Journ, Ind. Eng. Chem., 17. 348, 1925; W. R. Whitney, 
Journ. Ind. Eng. (Item., 17. 385, 1925 ; Journ. Atmr. Chem. Soc., 25. 394, 1903 ; H. Wolbling, 
Ferrum, 10. 161, 1913 ; Met., 9, 108, 1912 ; J. Wulff, Nalunviss., 17. 389, 1929. 

S. S. Cook, Proc. Cniv. Durham Phil. Soc., 8. 88. 1929 ; R. J. McKay, Journ. Ind. Eng. 
Chem., 17. 23, 1925 ; F. J. Rowan, B.A. Rep., 229, 1876 ; R. Mallet, ih., 256, 1838 ; 235, 1840 ; 
.1. A. N. Friend, The (^nrrosion of Iron and Steel, London, 68, 1911 ; Jirurn. Chem. Soc., 119. 932, 
1921 ; Trans. Amer. Ehetrochem. Soc , 40. 63, 1921 ; Journ. Iron SUel Inst.—Carnegie Mem., 8. 
J, 1911 ; 11, 113, 1922 ; J. A. N. Friend and J. H. Brown, Journ. ( hem. Soc., 99. 1302, 1911 ; 
.1. A. N. Friend,.). L. Bentley and W. West. Jom; n. Iron Steel Inst.,95. i, 259,1912 ; J. A. N.Friend 
and J. H. Dennet, Journ. ( hem. Soc., 121. 41, 1922 ; J. A. N. Friend and A. W. Knapp, Journ. 
Soc. Chem. Ind., 39. T, 29, 1920 ; J. H. W'oolson, Engg. Xeivs, 64. 630, 1910 ; M. M. Hall, Journ. 
R(^. Inst., 7. 55, 1819 ; Quart. Journ. Scitnee, 3. 262, 1818 ; 5. 169. 1818 ; R. Adie, Proc. Inst. 
Civil Eng., 4. 323, 1838 ; Mem. Chem. Soc., 3. 380, 1848; H. A. D. Jowett and K. Goulding, 
Journ. Chem. Soc., 87. 15,58, 1905; A. L. McAulay and F. P. Bowden, ib., 127. 2605, 1925 ; 
W. R. W'hitney, Journ. Ind. Eng. Chem., 17. 385, 1925; Joum. Amer. Chem. Soc., 25. 394, 
1903 ; W. H. Walker, A. M. Cederholm and L. N, Bent, ib., 29. 1251, 1907 ; J. Aston, Trans. 
Amer. Electrochem. Soc., 29. 449, 1916; J. N. 1). Heenan, Engg., 128. 59, 1929; W. van 
W. Scholten, Arch. EisenhUttenwesen, 2. 623, 1929; Korrosion Metallschutz, 4. 265, 1928 ; 
G. Breach, La Nature, 87. 373, 1909 ; W. Beck, Korrosion Metallschutz. 3. 74, 1927 ; V. Duffek, 
ih.. 2. 183, 1926; G. Schikorr, ib., 4. 244, 1928 ; A. Thiel and H. Luckmann, ih.. 4, 169, 1928 ; 

O. Hiihnel, Zeit. angew. ('hem., 35. 618, 1922 ; M. TrauW, Ber., 18. 1877, 1885 ; E. Ramann, ib., 
14. 1433, 1881; J. Si)ennrath, Verh. Gewerbefl., 74. 245, 1895 ; V. Andstrbm, Zeit. anorg. Chem., 
69. 10, 1910 ; J. W. Cobb and G. Dougill, Journ. Soc. ('hem. Ind., 33. 403, 1914 ; J. Tillmans, 

P. Himch and W. Weintrand, Gas Wasserfach. 70. 845, 877, 898, 919, 1927 ; J. Tillmans, Zeit. 
Unters. Lebensmittel, 58. 49^ 1929 ; U. R. Evans, Proc. Cambridge, Phil. Soc., 54, 1924 ; Metal 



480 


INOKGANIC AND THEORETICAL CHEMISTRY 


Tvd., 23. 248. 1923 ; Joum. Ittd. Eng, Vfwm., 17. 363, 1925 ; Jotirn. Inst. Metals, 30. 230, 1923 ; 
7'riins. Foraduij 19. 206. 1923 ; Joum. Soi\ Chcm. Ind., 43. 222, 1924; F. Toclt, Korrosion 
Mitullschutz. 5. 169, 1929 ; Zuf. Ekhtrochem., 34. 586, 595, 853, 1928 ; Zdt. pkys. Chew., 148. 
434, 1930 ; L. E. rlackbon, Chnn. Mit. Knqg., 26. (M), 1922 ; W. van Kijn, Chew. Wcelihl., 5. 1. 
1908; A. Lodin, HuU. .Sot. (him., (2), 45. 866, 1886; R. Auerbach, Mitt. A.E.O., 15, 1931 ; 
M. Straumaiiis, Z( it. phgs. Chem., 129. 370, 1927 ; K. Hancman, Uehcr Rosiversuche wit nilriertem 
Eimu, Rcrhn, 1913 ; H. E. Armstrong, Journ. lion Steel lust., 85. i, 269, 1912 ; E. Hcyn, Mitt. 
Ttch. Vns. And., 18. I, I9(K); E. Hcyn and (). Bauer, Miil. Makrialpnifungsamt, 26. 1, 1908; 
28. 62, 130, 1910; Join n. Iron Steel Just., 79.1, 109, 1909 ; O. Bauer, 0. \'ogcl and K. Zej)!, 3Iitt. 
Matcridlprnfuuy.sawt, 42. 4, 1925; Stahl Eis(n, 45. 1101, 1925 ; H. Endo, Science Hep. Tdhohn 
llnic., 17.1111, 1928 ; II. Kudo and S. Kanazawa, ih., 19.426, 1930; 11. Endo and H. Sckiguchi, 
Kenzoku-no-Kenkyu, 10. 166, 1933; K. Inamura, Science Rep. T6hoku Univ., 16. 979, 1927; 

E. Licbreich, Korrosion Mtlallschutz, 1. 67, 1925; (1. N. Huntley, ,/ot/ra. Soc. Chew, hid., 28. 339, 
1909 ; M. B. Jamieson, Rroe. In.d. Cinl Eng., 323, 1881 ; R. P. Russell, L. L. Chapjadl and 
A. White, Bull. Mass. Inst. Tech., 189, 1927; Journ. hid. Eng. Chew., 19. 65, 1927 ; C. nia])pe]l, 
Journ. Iron Steel Inst., 85. i, 270, 1912; (\ H. Prihb and F. W. F. Arniiud, Analyst, 30. 225. 1905; 
C>. Schumann, Iron Agt, 81. 520, 1908 ; K. Arndt, i'htni. Ztg., 34. 425, 1910 ; Giis.strd ZAg., 9. 
461, 497, 1912; Met., 8. 353, 1911 ; H. Wblbling, Etrrum, 10. 161, 1912; J. W. Shipley and 
1. R.McHaftie, Canadian (hem. Met., 8. 121, 1924 ; J. W. Shipky, 1. R. M(‘Hatlie and N. 1). Clare, 
Journ. Ind. Eng. ('hem., 17. 381, 1925; E. V. Smith and T. (1. Phoinpson, ih., 19. 822, 1927 ; 
W. G. Whitman and E. L. Chappell, th„ 18. 533,1926 ; W. G. Whitman and R. P. Rnssell, Journ. 
Soe. Chern. Ind., 43. 193, T, 1924; Journ. Ind. Eng. (lum., 17. .348, 1925; W. G. Whitman, 
R. P. Russell, C. M. Welling and J. L). Cochrane, ib., 15. 672, 1923 ; W. G. Whitman, R. P. Jtussell 
and V. J. Altieri, ib., 16, 665, 1924 ; R. E. Wilson, tb., 15. 127, 1923 ; W. H. Walker, tft., 4. 486, 
1912 ; R. J. Kuhn, ib.. 22. 335, 1930 ; J. F. Thompson and R.McKay, Trant. Arntr. Eltciro- 
them. Soe., 41. 201, 1922; Journ. Ind. Eng. ( hem., 15. 1114, 1923; J. R. Baylis, d>., 18. 370, 
1926 ; Chem. Met. Engg., 32. 874,1925 ; Eng. Contr. Watinvorks, 64.1279, 1925 ; W. 1). Jianeroft, 
Journ, Fhys. ('hem., 12. 209, 318,1908 ; 28. 842, 1924 ; C. C. Palit and N. R. Bhar, th., 30. 1125, 
1926; A. Leighton, ib., 17. 695, 1913; H. S. Allen, Trams. Faraday Soe., 9. 247, 1913; 
W. H. J. Vernon, ib., 19. 892, 1923 ; M. Kimura, ilftw. Eng. Coll. Kyoto, 5. 253, 1913; H. Nor 
densen, Koll. Bethefte, 7. 110, 1915; T. W. Case, Trans. Amer. Ehctrochtin. Soe., 31. 351, 1917 ; 
A. S. Cushman, ib., 29. 483, 1916 ; Bull. U.S. Dept. Agrie., 30, 1907 ; G. 1). Bengough, A. R. L<‘e 
and F, Wormwell, Froe. Roy. Soc., 134. A, 308, 1931 ; G. J>. Bengough and (). F. Hudson, Journ. 
Inst. Metals, 21. 97, 1919 ; G. B. Bengough and R. May, ih., 32. 204, 1924 ; G. I). Bengough and 

F. Wormwell, Froc. Roy. Soc., 140. A, 399,1933 ; W. H. J. Wrjion, Journ. Birmingham Mtt. Soc., 
7. 541, 546, 549, 1919 ; W. W. Coblentz and H. Kahler, Science Faper C.S. Bur. Standards, 342, 
1919 ,* W. W. Coblentz and C. W. Hughes, tb., 493, 1924 ; W. W. Coblentz, Science, (2), 40. 64, 
1924; R. Audubert, Journ. Fhys. Rad., (6), 6. 313, 1925; Cornpt. Rend., 177. 818, 1923; 

G. Athenasiu, ib., 178. 386, 1924 ; M. Drapier, th., 158. 338, 1914 ; S. S. Bhatnagar, M. Prasad 
and D. M. Mukerji, Journ. Indian ('hem. Soc., 1. 263, 1925; G. M. Enos, Journ. Ind. 
Eng. ( 'hem., 17. 793, 1925 ; F. X. Speller and V. V. Kendall, ib., 15. 134, 1923 ; F. N. Speller, 
('orrosion : ('auses and Frecention, Xew York, 143, 1926; Trans. Amcr. Ehetrothnn. So<\, 39. 
141, 1921 ; W. P. Wood, Trans. Amer. Soc. Shcl Treating, 7. 321, 1925; (’. Benedicks and 
K. Sundberg, Journ. Iron Steel Inst., 114. ii, 177, 1926 ; K. F. Passino and F. R. Nagley, Fioe. 
Amer, Soc. Testing Matt rials, 33. ii, , 1933. 

0. Adler, Centrb. Bakier. Farasit. Kultiir, 11. 215, 1904 ; (). Adhu' and B. Seliorber, ih., 
1. 1, 1892; P. Agostini, Ann. Chim. Apphrata, 11. 46, 1919; (L B. Bengough and R. May, 
Journ. Inst. Metals, 32. 203, 1924; A, Beythien, Zeit. Unters. Kakr. (lenuss., 9. 529, 1905; 

H. Y. Carson, Blast Furnace Steel Flant, 13. 335, 1925; N. Cholodny, l>ie EisenbakUtien, Jena, 
1926 ; F. Cohn, Beilrage Biol. Fflanz, 1, 108, 185, 1875; S. S. Cook, Froc. Vmv. Durham Fhil. 
Soc., 8. 88, 1929 ; C. Barwin, The Formation of Vegetable Mould through the Action of Worms, 
London, 1881 ; J). Ellis, Iron Bacterhi, London, 141, 1919; B.A. Rep., 457, 4t>6, 1921 ; Engg., 
112. 457, 1921 ; S. H. Ellis, Froc. Inst. CimlEng., 199. 133, 1914 ; F. Ensslin and F. Husehemlorf, 
Korrosion MeUdlsehutz, 5. 227, 1929 ; W. Gartner, Journ. GasheUveht., 55. 907, 1912 ; J. I), van 
Giessen, Journ. Amer. W ateiororks Asf,oc., 22. 36, 1930; R. H. Gaines, ('him. Xnvs, 101. 205, 
1910; Journ. Ind. Eng. ('hem., 2. 128, 1910; IL Grant, E. Bate and W. H. Myers, Froe. A«.v- 
tralian Inst. Eng.,3. 1921 ; J. Gruner, Econ. Gcol., 17. 407,1922 ; O. Haehnel, Zeit. Ft rnmddeiech, 
4. 35, 1923; E. C. Harder, Fiof. Fairer F.S. Geol. Sur., 113, 1919; M. Hurdelbrink, Journ. 
Gasbeleucht., 56. 570, 1923; 67. 52, 1924; R. Jrvine, Joxtrn. Soe. ('hem. Ind., 10. 237, 1891 ; 
K. Kolkwitz, Journ. GaslxUuehi,, 71. 268, 1928; O. Krohnke, Mdallruhren Ind., 3. 1, 1910; 
H. Molisch, Die Eisenhakhrien, Jena, 1910; A. Molteni, Journ. (Jil Colour ('hem. A'isor., 2. 28, 
1919 ; A. Nestler, Uw^rhan, 73, 1911 ; E. Raumer, Zeit. anal, ('hem., 42. 590, 1904 ; H. Hiehard* 
son, Nature, 74. 586, 1906 ; A. Rom>\altcr, Gas Wosserfach, 73. 178, 1929; B. Sflmrler, ('entrh. 
Bakier, Farasit. InfekL, 12. 681, 1904 ; G. Seott, Oil Gas Journ., 28. 157, 1929 ; E. V. Smith, 
and T. G. Thompson, Journ. Ind. Eng. iJiem., 19. 822, 1927 ; W. N. Smith and J. W. Shipley, 
Journ. Ind. Inst. Canada, 4. 527, 1921 ; Engg., 113. 36, 1922 ; F. Todt, Zht. Vm. dnit. Zucker. 
Ind., 79. 1, 680, 1929 ; G. A. Tomlinson, Froc. Roy. Soc., 115. A, 472, 1927 ; C. Tonami, Journ. 
Japan Eng., 6. 49, 1925 ; W. H. Walker, Trans. Amcr. Eleciroelwm. Soc., 29. 433, 1916 ; Chem* 
Met. Engg., 14. 388, 1916; Journ. Iron Steel Inst,, 79. i, 69, 1909; Froe. Amer. Soc. Testing 
Material, 9. 430, 1909; W. H. Walker and C. Dill, ib., 7. 230, 1907; W. H. Walker and 



IRON 


481 


W. K. Lewes, i6., 9. 754, 1909 ; R. E. Wilson, Jourtt. West. Soc. En^j., 34. 578, 1920 ; S. Wino¬ 
gradsky, Bot. Ztg., 46. 201, 1888 ; Cenir. Bakter. Panisit. Infekt., 57. 1, 1922. 

A. B. AUyne, If>s/rr// Gas, 8. 1.50, 1932; Anon., Gas Journ., 171. 3, 1925; W. Bertels¬ 
mann, Gas Wasserfach, 65. 080, 1922 ; Hit Gas, 42. 142, 1922 ; Gas Afjf Brcord, 49. 225, 1922 ; 
A. Bolzinger, Gas Journ., 177. 499. 551, 028, 754, 1927; H. G. Golman, //>., 162. 794, 1923; 
W. D. Davidson, Trans. Inst, (las Eng., 189, 1913 ; W. E. Dennison, Foundry Trade Journ., 41. 
189, 1929 ; W. L. Dudley, Journ. Atner. ('hem. Soc., 30. 247, 1008 ; F. Firth, (j/as Journ., 174 
41, 1920 ; J. A. N. Friend, Tkc Gorro^ion of h-ou and Sttrl, London, 100, 1911; G. M. Gill, OV/v 
World, 95. 57, 19.31 ; I. Ginsberg, (Jas Journ., 126. 3.5.3, 1927 ; .1. T. Haddock, Journ. Gas Lujhtinfjf, 
118. 370, 1912 ; Journ. Soc. ('hem. Ind., 31. 480, 1912; .1. F. (L Hicks, Journ. phf/s. ('hem., 33. 
780, 1929; T. Holgate, World, 58. 479, 191.3; H. M. Howr, Pror. .1 mn. Sor. Trying Materials, 
8.278,1908; H. Krzizan, Zeit. of/ent. (7am., 17. 433 ; 1912; \V. Lcybold, any Pin. ('hetti., 
37. 190. 1924; ,1. McLeod, Trans. Inst. Gas Kng., 189. 1913; G. Masing, Wassfr (.’as, 17. .301, 
1920; R. V. A. Mills, Bull. F.X. Bur. Mims, 2.33, 192.5; L. Monk, Trans. Brit. As.s'or. Gas 
Managers, 100, 1879; E. Ott and F. Hinden, Bull. Sdnrei;.. 17 r. Gas Wasspr, 7. 1, 33. 1927; 
J. Parker, Gas Journ., 178. .301, 1927 ; R. B. Parkinson, ih., 158. 8.34. 1922 ; Gas World, 76. .548, 
1922 ; F. H. Rhodes and E. B. Johnson, Jouin. Ind. Eng. ('In ni.. 16...57.5, 1924 ; B. Richardson. 
Gas World, 79. 408, 1924 ; Gas Journ., 162. 725, 1923 ; 164. 51.5, 1923 ; 75 port of Institution of 
Gas Engt/ners -Gommittee of Wrought Iron Tubing, ih., 171. 3, 192.5 ; (Su})])l.) ; Rollison, Gas 
World, 65. 514, 1910; R. H. Ruthvcii, Gas Journ.. 176. 49.5, 1920; Gas World, 85. 523, 1920; 
E. S. Simpson, Bull. (hoi. Sur. IIV s7 Australia, 2(i, 19(^7 ; .1, G, I'aplay, Trans, fust. Gas Eng,. 
.398, 1919 ; 119, 1920 ; Engg., 107. 801, 1919 ; 109. 787. 1920 ; ,1. G. Taplay and R. H. Parkinson, 
Gas World, 70. 4.51, 1919 ; Gas Journ.. 146. 022, 1919 ; C. H. S. Tupholme, Iron Agr, 116. 738. 
1925; Gas Journ., 171. 3, 1925; H. K. Williams, ih., 162. 725, 1923; R. F. Wilson. Joujn. 
UV.sY. Sor. Eng., 34. 578, 1929. 

F. (). Anderegg and R. V. Achatz, Bull. Eng. Purdm Vnir.. 18. 1924 ; K. Arndt. Mtf., 
027, 1910 ; F. L. Bassett, Journ. For. (’hnn. 7m/..' 50. Hil, T. 1931 ; O. Bauer and E. Wetzel. 
Mill. Ma(< rialpriifungsamt, 34. 11, 1910; W. Beck and K. Jacobsohn, Korrosion M(tallschutz, 
5. 2()2, 1929; F. Besig, ib., 5. 99, 1929; Journ. Gasbdi ueht., 56. 51, 1913; L. (L E, Bignell, Oil 
Gas Journ., 28.'io, 377, 1929 ; G. Blanchart, AVo/// Aisv a, 32. 342, 1912 ; M. J. Blew. Fublic ITor/rf. 
61. 31, 1930 : J. R. Bradshaw, Gas Journ., 186. .593, 1929 ; Gas World. 90. 581, 1929 ; F. A. Gross. 
Engg., 130. 30, 1930 ; A. S. ('ushman, Journ. Iron St><l Ind., 79. i, 04, 1909 ; R. O. E. Davies. 
Trams. xUncr. EUrtroch m. Soc., 17. 391, 1910 ; 1. A. Dcni.son, Journ. Research Bur. Standards, 7. 
0.31, 1931 ; L. Dudley, Journ. Anur. Chcm. Soc., 30. 247, 1908 ; F. Ensslin and F. Buschen- 
dorf, Korrosion .Udallschutz, 5. 227, 1929 ; S. Ewing, Monthly Amcr. Ga^ Aasoc., 14. .3.50, 1932 ; 

H. O. Forrest, Proc. Amcr. Soc, Testing Materials, 29. ii, 128, 1929; M. Freund, Zeit. angew. 

('hem., 17. 45, 1904; J. A. N. Friend, The ('orrosion of Iron and Steel, London, 100, 1911 ; 
R. H. Gaines, Trans. Amcr. Elertrochem. Soc., 13. 65, 1908 ; Chcm. Snes, 101. 20.5, 1910 ; Engg., 
88. 272, 304, 1909 ; Journ. Ind. Eng. (%m., 5. 700, 1913 ; A. E. Ganz, Journ. Gas Lighting, 109. 
234, 1910; I. 1). v’an (iiessen, Journ. Aimr. ira/crieor/r^ 22. 30. 1030; J. do Graaff, 

Water iu Gas, 159, 19211 ; .M. (iutierres. Rci\ (hn. Elect., 11. 003, 1922 ; F. Haber and F. Gold¬ 
schmidt, Zeit. Kliktrochi m., 12. 58, 1900 ; F. Haber and P. Ivrassa, ib., 15. 711, 1909 ; 0. Haehnel, 
Korrosion Mpfall.srhutz,3. 145, 1927; F. Hanaman, Veber Rostixirsuche mit nitriertern Eisen, Berlin, 
1913 ; R. R. HarjKT, Anar. Gas Light Journ., 91. 428, 475, 1909 ; H. 1). Holler, Otl Gas Journ., 
26. 45, 187, 193, 1927 ; Journ. Washington Acxid., 19. 371, 1929; Journ. Ind. Eng. Chcm., 21, 
7,50, 1929 ; M. Horioka and M. 1 wa.sa. Researches Japan. Electrotf rh., 288, 1930; R. Irvnne, 
Journ. Ind. Eng. ('hem., 10. 237, 1891 ; K. W. Jeavons and H. T. Pinnock, Gas Joinn., 191. 20,3. 
2.55, 1930 ; R. Krzizan, Znt. offnt. ('hem., 18. 433,,1912 ; H. -1. Kuhn, Journ. Ind. Eng. ('Jum., 
22. 3,35, 1930; (’. Ix'pierre, R(V. ('him. Cura. AppL, (3), 5. 95, 193(»; K. If. l^ogan, Journ. 
Research Bui. Standards, 3. 275, 1930 ; 7. 58.5, 1931 ; ('hem. Mit. Engg., 31. lOl 1, 1924 ; Trans. 
Amer. Femndrymi n\s A.v-s’oe,, 32. 144, 1925; 35. lOl, 1927 ; K. H. Logan, S. 1*. Ewing and 
C. 1). Yeomans, Tech. Paper l .S. Bur. Standards, ,308. 1928 ; K. H. Logan and V. A. Grodsky, 
Journ. Research Bur. Standard's, 7. 1, 1931 ; B. M(*Golhini and K. H. Logan. lech. Peijycr L .S. 
Bur. Standards, 25, 191.3 ; P. Medinger, Zcit. angew. Chem., 44. 5.50, 1931 ; Ihr., 51. 270, 1918 ; 
Journ, Gashelfuchl., 61. 73, 1918; A. Molteni, Journ, Oil ('olvur Chem. .Lsxx'., 2. 28, 1919; 
G. Murdoeh, Engg. Sews, 31. 15. 1894; V. Negreeff, Azt rbardzhanskor Siffyanoe Khozyaistiv, 

I, 1933 ; M. R. Ihigh, Proc. Anor. Sew. ('nil Eng., 40. 1041, 1914 ; A. Rolu^^alter, Mitt. Berg. 
Iliitt. Soprou, 217, 1929; Ga^s Was.serfack, 73. 178, 1930; R. P. Ru.ssell and W. CL Whitman, 
Journ, Ind. Eng. ('In m., 18. 980, 1927 ; R. H. Rutluen, Gas Join n., 176. 495, 1920 ; S. G. 8astry 
Bull. Mysore Eng. Assoc., 7. 4. 19.30; d. E. Scbipjx'r, Watcrusnks Eng., 84. 890, !♦0.5, 1931 ; 
E. H. Schofield and 1 j, A. Stenger, Proc. Inst, ('ivil Eng., 199. 504, 1914 ; Journ. Strut Railway. 
44. 1092, 1914 ; W. B. Schulte, Journ. Ind. Eng. ( lum., 5. 5.54, 1913 ; Met. ('hnn. Engg., 10. 
040, 1912 ; Interned, Congr. Appl. ('hern., 26. 55.5, 1912 ; Trans. Amer. Electroc/wm. Soc.. 22. 209, 
1912 ; Stahl Eisen, 32. 291, 1912 ; G. N. Scott. Oil Gas Journ,, 28. 157, 1929 ; E. R. Shepard, 
Journ. Research Bur. Standards. 6. 08.3, 1931 ; J. W. Shiplev. Journ. Sew. ('hem. I ml., 41. 311, 
T. 1922 ; J. W. Shipley, J. R. McHafiie and N. I). Clare, Journ. Ind. Kng. ('he m., 17. 381, 1925 ; 
E. S. Simpson, Bull. Geol. Sur. Australia, 26, 1907 ; E. (L Slater, Journ. Ind. Eng. ('hem., 
21. 19, 1920 ; W. X. Smith and J. W\ Shipley, Jemrn. Eng. Inst, ('cmada. ,527, 1921 ; Engg., 
113. 30, 1922; 1). Spataro. L'lndustria, 1. 458, 407, 1893; F. N. Npcllcr, Corrosiem .' Causes 
and Prevention, X('W 5'ork, 493, 1920 ; Journ. Ind. Eng. ('hem.,21. .50r>. 1929 ; Merh. Eng., 51, 

VOL. xni. I - ‘ 



482 


INORGANIC AND THEORETICAL CHEMISTRY 


431, 1929; Trans. Armr. Electrochem. Soc.^ 46. 313, 1924; L. A. Stenger, Chem. Mel, Enyg.f 
22. 965, 1920; G. Theim, Gas Wasserfach, 71. 1239, 1928; W. Wark, Proc, Inst. Civil Eng., 
148. 259, 1901; C. H. Webb, Water Eng.t'2S. 197, 250, 1923 ; A. Weber, Joum, Gasbekucht,, 87. 
652, 1893; H. Wehner, Oesung. Ing., 245, 1907 ; J. R. Weinlinger, Engg, Contr,, 81. 20, 406, 
1909 ; R. E. Wilson, Joum, West, Soc, Eng., 84. 578, 1929. 

2® V. F. Abbott, Cassierk Mag., 16. 371, 1899; H. Adams, Municipal Engg., 18. 1, 1900; 
P. L. Alger and H. W. Samson, Gen. Elect, Rev., 27. 118,1924 ; A. J. AUmand and R. H. D. Barklie, 
Trans. Faraday Soc., 22. 34, 1926; A. BarbilliorK, UEclair. Elect., 21. 94, 1899 ; P. A. Bates, 
Engg. Rec., 54. 122, 1906 ; S. C. Bartholomew, Elect. Rev., 92. 432, 1923 ; O. Bauer and 
E. Wetzel, Rev. MU., 16. 175, 1918; Mitt. MaterialpriJifungsamt, 84. 11, 1916; A. A. Beadle, 
Amer. Elect. Rev., 46. 19, 1905; W. Beck, Zeit. angew. Chem., 41. 648, 1928 ; R. Bell, Strom- 
verteilung fur elektrische Bahnen, Berlin, 1898 ; F. Bergius and P. Krassa, Zeit. Eleklrochem., 15. 
712, 1909 ; I. Bernauer, Bany. Koh. Lapok, 40. 302, 1908; Joum. Iron Steel Inst., 76. i, 389, 
1908 ; F. Besig, Joum. Gaabeleucht., 66. 49, 77, 110, 130, 1008, 1913 ; 70. 88, 104, 118, 147, 176, 
204, 817,1927 ; L. I. Blaka, Engg. Rec., 40. 239,1899 ; Elect. World, 84. 934,1899 ; A. Bolzinger, 
Gas Joum., 189. 499, 651, 628, 754, 1927 ; F. L. Brady, Rept. Building Research Dept., 16, 1930 ; 
W. W. Brigden, Municipal Engg., 287, 1901 ; A. G. Brophy, Amer. Eleci. Rev., 276,1896 ; 
A. G. Brophy and A. R. Gray, Amer. Gas Light Joum., 80. 91, 1904 ; H. P. Brown, Amer. Elect. 
Eng., 26. 441, 1898 ; Municipal Engg., 16. 84, 1898 ; Street Railway Rev., 6. 167, 1896 ; Eng., 
88. 29, 1899; Elect. Eng., 441, 1898; E. E. Brownell, Joum. New England Waterworks 
Assoc., 14. 363, 1900; C. F. Burgess, Joum. Western Soc. Eng., 14. 375, 1909 ; G. Claude, 
Elektrotech. Zeit., 28. 68, 1902 ; E. A. Cross, Engg., 180. 30, 1930 ; J. Chappuis and H. Desprez, 
Rev. Gin. Elect., 11. 3, 1922 ; Compi. Rend., 178. 1344, 1921 ; J. T. Corner, Joum. Inst. Meials, 
5. 117,1911 ; F. A. W. Davis, Joum. New England WcUerworks, Assoc., 15. 225, 1901 ; Municipal 
Engg., 40. 239, 1899 ; W. A. Delmer and D. E. Woodbury, Elect. World, 70. 916, 1917 ; J. Elder, 
Elektrotech. Zeit., 21. 193, 1900; E. B. Ellicott, Joum. Western Soc. Eng., 6. 529, 1901 ; 
U. R. Evans, The Corrosion of Metals, London, 56, 1926; I. H. Famham, Trans. Amer. Inst. 
Elect. Eng,, 11. 191, 1894 ; F. Femie, Elect. Engg., 1. 1037, 1907; W. R. Fleming, Electrician, 
41. 689, 1898 ; Elektrotech. Zeit., 19. 835, 1898; Zeit. Eleklrochem., 6. 241, 1898 ; 8. L. Foster, 
Trans. Amer. Ehctrochem. Soc., 28. 401, 1915; M. Freund, Zeit. angew. Chem., 17. 46, 517, 
1904 ; R. H. Gaines, Engg., 88. 305, 1910 ; Trans. Amer. Electrochem. Soc., 18. 49, 1908 ; S. von 
Graisberg, Elektrotech. Zeit., 24. 492, 1903; A. F. Ganz, Proc. Amer. Gas Inst., 2. 663, 1907; 
Joum. Amer. Inst. Elect. Eng., 81. 1001, 1912; Electrochem. Met. Ind., 6. 491, 1908; Trans. 
Amer. Electrochem. Soc., 14. 161, 1908; W. W. H. Gee, Joum. Inst. Elect. Eng., 41. 450, 1908 ; 
S. Gill and W. F. Rogers* Physics, 1. 194, 1931 ; M. Girousse, Compt. Rend., 167. 705, 1913 ; 
M. Gutierres, Rev. Gen. Elect., 11. 663, 1922; F. Haber, Jovrn. Gas Lighting, 95. 678, 1906; 
Journ. Gasbekucht., 49. 637, 1906; F. Haber and F. Goldschmidt, Elect. Rev., 69. 446, 1906; 
Zeit. Eleklrochem., 12. 49, 1906; F. Haber and P. Krassa, ib., 16. 706, 1909; F. Haber and 
K. Liese, ib., 12. 829 1906 ; F. Haber and W. C. Maitland, ib., 18. 309, 1907 ; 0. Haehnel, Elect. 
Nachr. Tech., 4. 106, 1927 ; Korrosion Meiallschutz, 8. 146, 1927 ; R. B. Harper, Ironmonger, 
128. 317, 1909; Engg. Digest, 6. 160, 1910; Amer. Gas Light, 91. 429, 475, 628, 675, 625, 667, 
1909; J. C. Haskell, Joum. New England Waterworks Assoc., 10. 278, 1896 ; H. Hayden, 
Trans. Amer. Inst. El^. Eng., 26. 231, 1907 ; Journ. Franklin Inst., 172. 296, 1912 ; L. A. Hordt, 
Canadian'Eng., 17. 197, 1909; P. M. Heath, Electrician, 89. 321, 1922; A. B. Herrick, Street 
Railway Joum., 14. 186, 775, 1898 ; 15. 451, 1898 ; 16. 472, 1900 ; 17. 37, 1901 ; 23. 516, 1904 ; 
Engg. Mag., 16. 461, 1898 ; T. Herrmann, Journ. Gasbekucht., 57. 88, 1914 ; C. Hewitt, Joum. 
Franklin Inst., 142, 61, 1896 ; H. D. Holler, Journ. Ind. Eng. Chem,, 21. 750, 1929 ; M. Hoopes, 
Elect. World and Eng., 25. 603, 1895; T. V. Hughes, Joum. Inst. Metals, 5. 126, 1911; 
R. L. Humphreys, Joum. Gas Lighting, 80. 336, 1902 ; El^. Eng., 80. 189, 1902 ; D. C. Jackson, 
Joum. Assoc. Engg. Soc., 18. 609, 1894 ; Elect. World and Eng., 2^. 684, 1896 ; E. E. Jeavons 
and H. T. Pinnock, Gas Joum., 191. 203, 255, 1930; M. Kallmann, Elektrotech. Zeit., 19. 683, 
700, 1898; 20. 163, 1899; S. M. Kintner, Elect. Club Joum., 2. 668, 1906; A. A. Knudson, 
Engg. Rec., 39. 233, 1899; Amer. Electrician, 12. 119, 1900; Joum. New Engkind Waterworks 
Assoc., 15. 244, 1901 ; 28. 164, 1909 ; Trans. Amer. Electrochem. Soq., 3. 195, 1903 ; Engg. 
News, 52. 437, 1904; CassieCa Mag., 80. 337, 1906; Joum. Franklin Inst., 168. 132, 1909; 
0. Krohnke, Stahl Eisen, 32. 403,1912 ; Met., 7. 674,1910 ; R. J. Kuhn, Journ. hid. Eng. Chem., 
22. 336, 1930; A. Larsen, EleHroiech. Zeit., 23. 841, 868, 1902; A. Larsen and S. A. Faber, 
ib., 22. 1038, 1901 ; O. Lasche and W. Kie^ser, Konstruktion und Material im Bau von Dampf- 
turbinen und Turh^ynamos, Berlin, 1926 ; B. Latham, Electrician, 56. 398, 1906 ; W, Leybold, 
Ekct. Eng., 28. 372, 1901 ; K. Liese, Die Messung der DichtigkeU vagabundierender Strome 
in Erdreich, Halle, 1906; K. H. Logan, W. Rogers and J. F. Putnam, Gas Age Record, 64. 899, 
907, 1929 ; M. Lommel, Schweiz. Ver. Gas Wassera, 5. 167, 1926; C. M. Lon^eld, Journ. Inst. 
Eng. Australia, 8. 167, 1931 ; G. P. Low, Trans. Amer. Inst. Elect. Eng., 11. 867, 1894 ; F. Lub- 
berger, Joum. Gasbekucht., 44. 508, 531, 723, 1901; 45. 967, 1902; EUktroUch. Zeit., 23. 186, 
1902; B. McCollum and G. H. Ahlbom, Trans. Amer. Elect. Soc., 29. 469, 1916; Met. Chem. 
Engg., 14. 389,1916 ; Proc. Amer. Inst. Elect. Eng., 85. 371,1916; B. McCollum and K, H. Logan, 
Tech. Paper U.S. Bur. Standards, 22. 3, 1923; Engg., 102. 40, 1916; G. McGowan, Stevens’" 
Inst. Indicator, 18. 163, l9pi; 8. H. Macleary, Ekct. Age, 87. 273, 1906; D. H. Maury, Proc. 
Amer. Waterworks Assoc., 278, 1903 ; Engg. News, 44. 38, 1900 ; 60. 74, 1903 ; W. MeAg, 
Elektrotech. Zeit., 22. 354, 1038, 1908; C. MichaJke, Arch. Math. Physik, 12* 61, 1907; Chem. 



IRON 


483 


App., 12. 121, 141, 1925; Elektrotech. ZeiL, 16. 421, 1895 ; 42. 1451, 1921 ; 44. 329, 1923; 
Die vagcAundieretidcn Strome elektrischer Bahnen, Braunfich^eig, 1906; New York, 1906; 
Verkehrsiechnikt 89. 114, 1922; C. H. Morse, Journ. ‘New England Waterworks Assoc.y 7. 139, 
1893; W. R. Mott, Tram, Amer. Electrochem. Soc.y 16. 569, 1909; U. A. Newbaker, Amer. 
Ekctriciany 12. 72, 1900; V. J. Nicholas, Engg. NewSy 60. 710, 1909; F. OUendorf, 
Erdstromey Berlin, 1928; W. S. Patterson, Journ. Hoc. Chern. Ind.y 38. T, 339, 1919; 
E. F. Petruflch and A. H. de Voogt, De Ingenfeur, 27. 98, 1022; C. J. Read, Electrochem. Met. 
Ind.y 7. 316, 1909; M. Reincke, Farben Ztg.y 37. 1158, 1932; M. Romange, Ann. PosleSy 11. 
1290, 1922 ; Journ. Telegraphiquey 46. 141, 1922; G. Rhodes, Trans. Amer. Inst. Elect. Eng.y 
26. 231, 1907 ; E. B. R^a and B. McCollum, Tech. Papers U.S. Bur. StandardSy 27. 3, 1913; 

E. B. Rosa, B. McCollum and O. S. Peters, ib., 18. 1,1913 ; Engg. Mag.y 44. 961, 1913 ; A. J. Row¬ 
land, Amer. Ekctriciany 9. 166, 1897 ; E. B. Rosa and B. McCollum, Tech. Paper U.S. Bur. 
atandardsy 62, 1918; Engg.y 101. 662, 1916; (). Rotho, Rev. Brasil. Chim.y 2. 249, 1930; 
H. Sarrade, Oas Joum.y 179. 449, 1927 ; M. 8chiemann, Bau und Betrien elekttischer Rahneny 
Leips^ig, 1900; S. F. Sever, Trans. Intemat. Elect. (Jongress, 8. 666, 1904; G. F. Shaffer, Eng. 
Rec.y 62. 132, 1910; S. Sheldon, Trans. Amer. Inst. Elect. Eng.y 17. 335, 19(X); E. R. Shepard, 
Tech. Paper U.S. Bur. Standurdsy 127, 1919 ; F, P. Siebel, /ce and Refrigeration, 87. 116, 1909 ; 

F. N. Speller, Corrosion : Causes and Prevention, New York, 542, 1926 ; F. P. Steams, Engg. 
Rec.y 52. 120, 1906; C. A. Stone and H. C. Forbes, Journ. New England Waterworks Assoc., 9. 
25, 1894; J. Swinburne, Electrician, 49. 642, 1902; Trans. Inst. Oas Eng., 88. 109, 1902; 
J. Terchmuller, Journ. Gasbelevcht., 47. 689,1904 ; L. Thormann, Schvyeiz. Bauztg., 42. 251, 1903, 

R. Ulbricht, EkHrotech. Zeit., 28. 212, 720, 1902 ; Die Anschluss der Oebdude-Bhtzabkiter aii die 
Gas- und Wasserleitungen, Berlin, 1893 ; J. H. West, Ekktrotech. Zeit., 21. 706, 1900 ; E. Wilson, 
Engg.y 182. 635, 1931 ; H. S. Wynkoop, Popular Science Monthly, 56. 357, 1900 ; H. E. Y'erbury. 
Proc. Inst. Civil Eng., 200. 62, 1916 ; Engg., 99. 266, 1916; Journ. Inst. Elect. Eng., 57. 118, 
1919 ; H. F. Zangger, Schweiz. Elektrotech. Ver., 485, 1922. 

G. Sohikorr, Zeit. anorg. Chern., 191. 322, 1930; Mitt. MaterialprUf., 48. 118, 1930; 

J. Breach, Rev. MH., 7. 433, 1910 ; G. T. Moody, Journ. Chern. Soc., 89. 726, 1906 ; W. A. Tilden, 
tb.y 93. 1358, 1908 ; Proc. Birmingham Phil. Soc., 8. 203, 1882 ; W. R. Dunstan, II. A. I), .lowett 
and E. Goulding, Journ. Chern. Soc., 87. 1648, 1905; F. C. Calvert, Proc. Manche^>ter Lit. Phil. 
Soc.y (2), 10. 98, 1871 ; (3), 5. 104, 1876 ; Journ. Chern. Soc., 24. 198, 1871 ; Chern. News, 21. 
42, 1870; 28. 98, 1871; R. H. Gaines, ib., 101. 206, 1910; Journ. Ind. Eng. Chern., 2. 128, 
1910 ; E. L. Chappell, ib., 19. 464, 1927 ; J. F. Jamieson, Proc. Inst. Civil Eng., 65. 323, 1881 ; 
T. Stt^l, Journ, Soc. Chern. Ind., 29. 1141, 1910; F. M. Stapff, Neues Jahrb. Min., i, 69, 1895; 
W. G. Whitman, R. P. Russell and G. H. B. Davis, Journ. Amer. Chern. Soc., 47. 70, 1925; 

S. Weinwurra, Chern. Ztg., 17. 101, 1893 ; E. Donath and A. Indra, ib., 35. 773, 1911 ; J. H. Paul, 
Boiler Chemistry and Feed-Water Supplies, Ixjndon, 126, 1919 ; F. Wohler, Liebig'a Ann., 22. 56, 
1837 ; R. Stumper, Chirn. Ind., 18. 906,1926 ; Bull. Soc. Chim. Belg., 34. 160,1925 ; E. K. Rideal, 
Journ. Soc. Eng., 4. 255, 1913 ; W. Thorner, Stahl Eisen, 10. 821, 1890 ; J. Perry, Metallurgy — 
Iron and Sted, London, 145, 1864 ; R. Richter, Berg. HuU. Jahrb., 11. 289, 1802 ; J. G. Donald, 
('hem. News, 63. 73, 1891 ; J. Huggett, Ann. Chim. Phys., (10), 11. 447, 1929; 'r. Kujihars, 
Trans. Amer. Electrochem. Soc., 49. 327, 1926; Journ. Ind. Eng. Chem., 19. 1C)08, 1927; 
.). K. Bayhs, ih., 18. 370, 1926; V. Kohkehutter and E. Krahonbnhl, Zeit. Eldctivchem., 29. 
570, 1923 ; F. N. Speller, Meek. Eng., 51. 431, 1929; Journ. Ind. Eng. Chern., 21. 505, 1929; 
Trans. Amer. Electrochem. Soc., 46. 225, 1924; J. Aston, ib., 29. 448, 1916; F. Drexler, Koi- 
rosion Metallschuiz, 6. 3, 1930; A. Chcvallier, Ann. Clnm. Phys., (2), 34. 109, 1827; Quart. 
Journ. Science, 23. 481, 1827 ; Pegg. Ann., 14. 147, 1828; W. 1). Bancroft, Proc. Amer. Soc. 
Testing Malcrials, 22. 232, 1022; Trans. Amer. Electrochem. Soc., 9. 16, 1906; G. IL White, 
Journ. Phys. Chern., 15. 723, 1911 ; C. H. Desch, Trans. Amer. Electrochem. Soc., 46. 251, 1924 ; 
Trans. Faraday Soc., 11. 198, 1915; U. R. Evans, ib., 18. 1, 1922; 19. 789, 1924; 
W. H. J. Vernon, Journ. Birmingham Met. Soc., 7. 462, 1919 ; Trans. Faraday Soc.’, 23. 162, 
1927; 25. 486, 1929; 27. 694, 1931; J. C. Hudson, ib., 25. 240, 1929; E. M. Enos and 
R. J. Anderson, Trans. Amer. Inst. Min. Eng., 71. 784, 1926; P. Longmuir, Journ. Iron Steel 
Inst., 88. i, 147, 1911 ; R. C. MeWano and H, Y. Carson, Trans. Anur. Foundrymem's Assoc., 
24. 593, 1916; Foundry, 43. 467. 1915; R. Kattwinkel, Zeit. angew. Chem., 33. 156, 1920; 
A. Liversidge, Proc. Australian Assoc. Science, 302, 968, 1892; Nature, 46. 424, 1892; Iron, 
40. 492, 558, 1892 ; O. Brown, hngg.^hl. 544, 1894 ; R. A. Hadfield, The Deterioration of Struc¬ 
tures in Sea-water, London, 1930; (\ Carius, Zeit. anorg. Chem., 197, 254,1931; W. S. Patterson, 
Journ. Soe. ('hern. Ind., 49. 204, T, 1930 ; W. S. Patterson and L. Hebbs, Trans. Faraday Soc., 27. 
277, 1931 ; H. 0. Forrest, B. E. Root hell and R. H. Brown, Journ. Ind. Eng. Chem., 22. 1197, 
1930 ; 23. 650,1931 ; E. Wilson, Em/g., 132. 535,1931; A. Ackermann, Koll. Zeit.,2». 270,1921 ; 
59. 49, 1932; T. 3. Finnegan and R. C. Corey, Journ. Ind. Eng. Chem. — Anal. Edit., 5. 89. 
1933 ; J. Cates, Trans. Faraday Soc., 29. 817, 1933. 

** C. F. Schonbein, Pigg. Ann., 112. 445, 1861 ; W. R. Dunstan, H. A. D. Jowett and 

K. Goulding, Journ. Chem. Soc., 87. 1548, 1905; W. R. Dunstan and J. R. Hill, ib., 99. 1835, 
1911 ; W. Palmaer, Korrosiort Metallschuiz, 2. 61, 1926; E. Pietsch, B. G. Eggebre<'ht and 
W. Roman, Zett. phys. Chem., 157. A, 363, 1931; H. E. Armstrong, Science Progress, 5. 642, 
1911 ; 6. 311, 1912 ; 8. 73, 1914 ; II. Wieland and W. Franke, Liebig's Ann., 464. 224, 1928 ; 
469. 267, 1929; V. Andstrom, Zeit. anorg. Chem., 69. 10, 1910; M. Traube, Ber., 18. 1877, 
1885; L J. Th6nard, TraiU de chimie, Paris, 2. 69, 1824; O. and A. Dony, Kongress Chem. 



484 


INORGANIC AND THEORETICAL CHEMISTRY 


Pharm. LuUich^ 20. 1, 1906 ; W, 1). Bancroft, Joum. Phya. Chem,, 28. 785, 1924 ; G. T. Moody, 
Journ. Chem. Soc>.^ 89. 729, 1906; Nature^ 75. 438, 1907 ; Proc. Chem. Soc., 19. 240, 1903; 

E. Divers, ih., 21. 251, 1905 ; U. H. Evans, Journ. Soc. i'hem. Ind.f 47. 55, T, 1928 ; E. Haber, 
Zeit. phtfs. ('hem.. 34. 5)3, 1900 ; E. Haber and E. Bran, ib.. 36. 8J, 1900 ; E. Heyii and O. Bauer, 
MtU. Materialprilfungsamt. 26. 18, 1908; K. Mallet, H.A. Pep.. 299, 1838; 257, 1839; 262, 
1840. 

« E. Kuhlmann, Compt. PeruL. 49. 257, 428, 968, 1859 ; 62. 1169, 1861 ; Chem. Newa. 1. 13, 
1869 ; 5. 9, 1862 ; W. J. Huff, Chem. Met. Kngg.. 25. 865, 1921 ; N. Isgarischer and »S. Berkmann, 
Zeit. KlektriH'hem.. 28. 47, 1922 ; S. G. Saatry. Hull. Mysore Eng. Assoc., 7. 4, 1930 ; W. D. Ban 
croft, Trans. Amer, Inst. Min. Eng.. 68. 612, 1923 ; H. Bauerman, Journ. Iron Steel Inst., 34. ii, 
135, 1888 ; A. C. BroHii, ib., 34. ii, 129, 1888 : .7. A. N. Eriend and R. H. Vallance, Joum. (^hem. 
Soc.. 121. 466, 1922; J. A. N. Eriend, D. W. Hammond and G. W. Trobridge, Trans. Amer. 
Electr(^hem. Soc., 46. 283. 1924; .1. A. N. Eriend. Trans. Faraday Soc.. 27. 595, 1931 ; Journ. 
Iron Steel Inst.. 77. ii, 22, 1908 ; Journ. Iron Steel In.st.-~ ('arnegie Mem.. 11. 125, 1922 ; 18. 61, 
1929 ; Trans. Amer. Electn>chem. Soc., 40. 63. 1921 ; Journ. liirminghani Met. Soc.. 8. 243, 
1921 ; The ('orrosion of Iron and Steel. London, 97, 1911 ; Journ. Chew. Snc.. 119. 932, 1921 ; 
B. l^ambert and d. (\ Thom.son, ib.. 97. 2426, 1910 ; B. LamlnTt, ib., 101. 205r», 1!M2 ; H. Endo, 
Kinzoku no Kerikyu. 6. 143, 192J): L. Liiulet, (Uoupf. Pend.. 139. 859, 1904; W. Btnk and 

F. von Hessert, Zteit. Elektrochem.. 37. II, 1931; (I N. Huntly, Journ. Soc. Chem. Ind.. 28. 339, 
1909 ; J. K. Wood, Chem. Met. Engg.. 29. 188, 1923 ; E. (\ Calvert, ('hem. News, 23. 98. 1871 ; 
Proe. Manchester Lit. Phil. Soc.. 10. 98, 1871 ; Jhnglers Jount.. 196. 129, 1870; A. Wagner, 
ib., 157. 163, I860; 218. 70, 1875 ; E. von Hutten, I'eher d}e Crsachen des Post(n.'< des Eisens 
an der Lnft, Hannover, 1872 ; U. R. Evans, Trans. Faraday Soe.. 18. 1, 1922 ; The ('orrosion of 
Metals. I^ndon, 93, 1926; Joum. Inst. Mttah. 28. 114, 1922; G. 1). Bengoiigh, ib.. 31. 187, 
1924; G. D. Bengough and J. M. Stuart, Mital Ind . 21. 271, 1922; Journ. Inst. Metals, 28. 
31, 1922; J. M. Stuart, ib., 28. 114. 1922; W. Beck, Knrrosion Metallsrhufz. 3. 73, 1927; 
E. N. Speller, Journ. Ind. Eng. ('turn.. 17. 345. 1925 ; R. tl. McKay, ib., 17. 23, 1925 ; J. Aston, 
Trans. Amer. Elecirochem. Soc., 29. 449, 1916 ; W. (J. Whitman. R. 1\ Rnsspll and G. H. B. Davies, 
Joum. Amer. Chem. Soc., 47. 70. 1925; (L Sclukorr, Korrosion Metnllschnlz, 4. 242, 1928; 
T. N. Morris, JUpt. Dept. Scient. Ind. Pesearch — Vmxi. 119, 1930. 

J. H. Andrew, Trans. Faraday Soc., 9. 316, 1913 ; W. R. G. Atkins, ib., 18. 1. 310, 1923 ; 
19. 1, 1924 ; Nature. 121. 615, 1928 ; E. Auerbach and H. Pick, Arb. Cesundheitsaust., 243, 
1912; 0. Bauer, Mitt. Materialprufungsnmt. 23. 292, BK)5 ; 40. 65, 1922; R. Baumann, Die 
Wdrme, 48. 544, 1925 ; Zeit. Dampfkessel 38. 157, 1915 , Arch. Wdrmewirtschaft. 7. 255, J92t} ; 
Zext. Bayr. Pev. IVr., 31. 151, 1927 ; J. K. Bayhs, Engg. Contr.. 57. 51, 1922 ; Journ. lud. Eng. 
Chem., 18. 370, 1926; W. Blum, Tram. Amer. Electrochem. Sw., 47. 123, 1925; C. F. Burgess 
and S. K. Engle, ib., 9. 199, 206, 1906 ; E. C. Calvert and H. Johnson, Journ. Chem. Soe.. 19. 434, 
1906; J. E. Chittum, Journ, Phys. ('him.. 34. 2267. 1930; W. M. Clark, Journ. Amer. Leather 
Chem. Assoc. ,20. 544, 1926; C. H. (Vibb and F. W E. Arnaud, Analyst, 30. 225, 1905 ; P, W. Evans, 
Power. 64. 215, 1926; U. R. Evans and T. P. Hoar. Prof. Pe>y. Sof., 137. A, 343, 1932; 
0. B. fl. Fraser, Trans, Amer. Electretehe m. S<m\, 56. 275. 1929 ; O. B. d. Frazer, 1). E. Ackerman 
and d. W. Sands, Joum. Ind. Eng. Chem., 19. 332, 1927 ; A. Fry. Stahl L'lsen. 48. 1212, 192S ; 

G. W. Fuller, Engg. P#f.,61. 550, 190^i ; R, Gans, A. Elnabc and Z. Wein.stock, ('outnb. EstuJio 
t'iencas Fys. Mat.. 3. 341, 1923; Ze^il, Phys. ('hem., 109. 49, 1924; 1. 1). van Giessen, Journ, 
Anwr. Wakyworks Assoe'., 22. 36, 19,30 ; IL Girard, Her. d/et., 23. 361, 407, 1926 ; S. Gottlieb, 
Journ, Atner. Wakrworks As,soe., 22. 543, 1930 ; K. F. Gnsimtield and G. C. Baker, Journ. lud. 
Eng. ('hem., 12. 989, 1214, 1921 , K. E. Hall and A. R. Mumford, Heating. Piping, 3. 943, 1041, 
1931 ; E. Hannan, Join n.. 1 imr. WaUrworks Assoe., 9. 39, 1922 ; W. 1>. Hattield, Journ. / nd. Eng. 
Chem., 14. 1038, 1922; JiUirv. {rntr, Wahrunyrks Assoc., 11. 554, 1924; J. A. Heyinann and 
A. Massink, Pharni. Wiekbl., 57. 736. 1920 ; Journ. (lasbeleucht., 64. 6t>9, 1921 ; i'hem. Weekbl., 
17. 314, 1920; E. Heyn and (). Bauer, Mitt. MaterialprufungsamI, 26. 2, 11)08; 27. 57, 1909; 
28. 62, 1908 ; Joum. Iron Steel Inst., 79. i, 109, 1909 ; J. E. G. Hicks, Journ. Phys. (^h^'m., 33- 
78(h 1929 ; E. Imbeaux, lliv, d'llyg., 46. 964, 1924 ; A. Katz, OesUTr. 7jeit. Berg. Ilutf., 49. 
201, 1901; I. M. Kolthoff, (^hem. Weekbl.. 17. 390, 1920 ; P. Krassa, Das elekiromxdorische IVr- 
haPen des Eisens mil besonderer Berucksichtigung der alkalischen Losungen, Karlsruhe, 1909; 

H. Kriegsheim, Bernerkvngen zur Frage der sogennanten knustischen Sprodigkeit und der in Per- 
bindung darnit aufgestellten Sulfat-Theorie, CharlotBmburg, 1926 ; A. Lc'debur, Berg. Halt. Zlg., 
36. 280, 1877 ; G. Lunge, Journ. Sor. Chem. Ind., 3. 287, 1884 ; Dingler's Joum., 261. 131, 1886 ; 

R. J. McKay, Chem. Met. Engg., 30. 228, 1924 ; M. T. Murray, Elect. Eng.. 44. 651, 1909 ; E. Nau- 
mann, Gas Wasserfach, 75. 349, 1932 ; W. Nover and 1). Splittgerber, Die Wdrme, 48. 502, 1925 ; 
W. Olszewsky, Chem. Zeit., 48. 309, 1924 ; S. W. Parr, Bull. Eng. Univ. Illinois, 94, 1917 ; 

S. W. Parr and F. G. Straub, Perwer, 64. 215, 994, 1926 ; Die Wdrme, 49. 745, 1926 ; Chem. Mel. 
Engg., 33. 60, 1926 ; Bull. Eng. Univ, Illinois, 155,1926 ; S. Rachwal, Przemysl Naftowy, 7. 581, 
613, 1932; W. D. Richardson, Trans. Amer. Inst. ('hem. Eng., 13. ii, 169, 265, i921 ; Trans. Amer, 
Elecirochem. Soc., 38. 153, 245, 1920 ; J. T. Saunders, Brit. Journ. Exp. Biol., 4. 46, 1926 ; Proc. 
Cambridge Phil. Soc., 20. 350,1921; 22. 121,1924; J. W. Shipley and I. R, McHaffie, Canadian 
Chem. Met., 8. 121, 1924; Journ. Soc. Chem. Ind., 42. 311, 1923; d. W. Shipley, I. R. McHaffic 
and N. D. Clare, Journ. Ind. Eng. Chem., 17. 381, 596, 1925; K. Sonden, Ing. Vets. Akad. Ilandl.. 
110, 1931 ; E. N. Speller, Joum. Ind. Eng. Chem., 17. 33u, 1925; E. N. Speller and C. H.Texter, 
tb., 16. 393, 1924 ; D. Splittgerber, MiU. Ver. Elekirizitdlswerke, 387, 1925 ; T. Steel, Journ. Soc. 



IKON 


485 


Chem. Ind., 29. 1141, 1910 ; H. T. Stern, Journ. Biol. Chem., 65. 677, 1925 ; C. E. Stromeycr, 
Kyigg., 124. 496, 1917 ; A. Thiel, Zdt. Elekirochem., 20. 460, 1914 ; Ein Beitrag zvr Frage nach 
dem Wesen des chemischen Angriffs von Eiaen dutch Laugerif Chariot ten burg, 1926 ; Die Orenzen 
dt r Konzenirierung von KeHseUpeiaewoaHer in uiidichten Nieindhten, Charlottenburg, 1926; 
H. Thicaing, Journ. Oeiabeleucht., 70. 144, 1927 ; J. C. Thresh, Analyst, 47. 459, 900, 1922 ; J. Till¬ 
mans, Zeit. Unters. Nahr., 42. 98, 1921 ; H. Varet, Compt. Rend., 114. 224, 1892 ; A. Vogel, 
Journ. tech, okonom. Chemie, 16. 24, 1823 ; Journ.prakt. Chem.,(\), 16. 105,1838 ; K. Wagemann, 
Metall Erz., 17. 377, 1920 ; W. Weintraud, Die Korrosion von Eiscn unter Wassprlfitungsumsstr, 
Erankfurt a. M., 1927 ; M. Werner, Ueher einige Beoitachtungen an KesstlschdcUn, Charlottenburg, 
1926 ; W. C. Whitman and H. V. Kussell, Journ. ind. Eng. Chem., 16. 667, 1924 ; 17. 348, 1925 ; 
W. C. Whitman, H. P. Russell and V. J. Altieri, ih., 16. 665, 1924; It. S. Williams and 

V. O. Homerlx'rg, Trans. Amer. Sor. Steel Treating, 5. 399, 1924; ('hem. Met. Knqg., 30. 589, 
1924 ; R. K. Wilson, Journ. Ind. Eng. Chem., 15. 127, 1923. 

R. Adie, Proc. inat. Ciril Eng., 4. 323, 1845 ; Mtni. Chon. Sim'., 3. 380, 1848 ; L. Aitehison, 
Trans. Faraday *SV., 11. 212, 1916; Journ. iron Steel Just., 103. i, 77, 1916 ; K. J. Anderson 
and (t. M. Enos, Trans. Amer. Snr. Steel Treating, 4. 587, 647, 1923 ; Bull. Carnegie Inst. Tech., 
5, 1922 ; J. H. Andrew, Trans. Fftraday S(tr., 9. 316, 1913 ; T. Andrews, Proc. Inst. Ciril Eng., 
77. 323, 1884 ; 82. 281. 1885 ; F. Auerhaeh, Cesnndheit.. 869, 1912 ; F. Auerbach and H. Pick, 
Arb. (Je-uindheitsamt, 38. 243, 1912 ; .7. A. AupfKTle and JJ. M. Strickland, Trans. Amer. Electro- 
chem. Sfs'., 39. 123, 1921 ; A. H. Babcock, Trans. Amer. Soc. Meeh. Eng., 37. 1105, 1915 
M. liallay, Rev. Mid., 26. 538, 1929 ; F. Bamberg, Journ. CasbeUurhf., 66. 720, 733, 743, 1923 ; 
67. 756, 775, 1924; W. JJ. Bancroft, Journ. Ind. Eng. ("hem., 17. 336, 1925; C. (>. Bannister 
and R. Kerr, Iron Steel Ind., 3. 373, 1930; W. M. Barr and R. W. Savidge, Trans. Amer. Inst. 
Chem. Eng., 18. 69, 1926 ; Chem. Met. Engg., 33. 607, 1926 ; H. Baucke, Stahl Eiscn, 20. 260, 
1900 ; O. Bauer, Mitt. MaterialprUfung.samt, 43. 62, 1925 : 44. 1, 1926; Gas Wasserjach, 68. 
683, 704, 715, 1925 ; Stahl Eisen, 32. 28,3, 1<)12 : 45. 1 101, 1925 ; (). Bauer, O. Vogel and K. Zepf, 
Das Verhalten von Eisen, Rotguss and Messiing gegenUber den in Kaliabwassern enthalti nen Salzen 
und Salzgemisrhen bd gewohnlicher Tempi ratur und bei den im Damjtfkessel hrrrschenderi Tempera- 
turf n vnd Drucken, Berlin, 1925; Mitt. MaterialprUjnngsami, 42. 141, 1925; Stahl Eis^n, 45. 
1101, 1925 ; (). Bauer and F.. Wetzel, Mitt. MaUrialprUjungmnU, 34. 11, 1916 ; H. Bauermeister, 
Schifflniu, 28. 469, 563, 1927 ; A. C. Ik'cquerel, Compt. Ri nd., 59. 15, 718, 1864 ; H. Beeny, Trans. 
Amer. Electrochem. Sih'., 48. 135, 1925; B. Ik'll, Trans. Inst. Naval Architects, 10. 174, 1869; 
H. E. Bellamy, Bull, Inst. Eng. Australia, 3. 319, 1926; G. 1). Bengougli, Journ. Soc. Chem. 
Ind.—Chem. Ind.. 52. 195, 228. 1933; (J. J). Bengougb, .1. M. Stuart and A. R. J>‘e, Teth. 
Publ. Amir. In.st. Min. Eng., 177, 1929; (J. I). Bengougb and A. R. l.,ee, Journ. Iron Steel 
Ind., 125. i, 285, 1!).32; (J. J). Bengougb, A. R. l><‘e and F. Wormwell, Proc. Roy. Soc,, 134. 
A, 308, 1931 ; I''. Bergius and I*. Kras.sa, Ziit. Eliktrochc-m., 15. 712, 1909; E. Beri and F. von 
'J’aack, Aich. Wdnm ivirt.. 10. 337, 1929; •). J. JkTzelius, Jshrhnrh der Ch^mie, Dresden, 2. i, 
380, 1826 ; E. Betitel and A. Kut/elnigg. Korrosion Mctallschutz, 6. 53, 1930 ; It. Biiiaghi, Ann. 
('him. Apphenta. 14. 71, 1!)24 ; ('. Blacker, ("hem. ZMj.. 35. 353, 1911 ; A. A. Boniu'ma, \b., 27. 
148. 825, 1903 ; K. Bosshard and R. I’fenninger, ib., 40. 46, 63, 91, 1916 ; H. C. Bowen. Journ. 
Amer. Sor. Naval Eng., 26. 706, 1914 ; W. R. Bradbury, ("him. News. 108. 307, 1913 ; C. F. Bur¬ 
gess and S. ti, Engle, Trans. A mir. Eleelrochem. Soc., 9. 199, P.KK); (I. J. Burrows and C. E. Eavsitt, 
Jouni. Roy. SifC. Nnc South [Valis, 45. 67, 1912 ; F. C. (’alvert, ("hem. News, 23. 98, 1871 ; Compt. 
Rind., 70. 455, 1870 ; Priw. ManchesUr Lit. Phil. Site.. 10. 98, 1871 ; F. C. Calvert and R. Jolmson, 
ih., 4. 115, 1865 ; Journ. Srienci Arts, 2. 296, 1865 ; ('hem. Nnrs, It. 171, 1865 ; F. J. R. Carulla, 
Journ. Iron Stiel Inst.,7^. i, 71, PH)9 ; A. W. Chapman. Journ. ("hi m. Soc., 1546, I93i>; E. Cohen, 
Trans. Inst. Naval Architects, 44. 215, 11M)2 ; C. P. Coles, Ch^rn. News, 45. 105, 1882 ; Trans, hud. 
Naval Architects, 7. 155, 1866; (’. H. Crihb and F. W. F. Arnaud, Analyst, 30. 225, 1905; 
P. M. Crosthwaite, Ihtirwration of Structures in Sta-tcalii, London, 6. 1926 ; P. M. Ciosthwaite 
and (J. R. Redgrave, Engg., 109. 584. 1920 ; T. Crzeschik. ( hnn. 7Ag., 36. 505. 1912 ; A. S. Cush¬ 
man, Bull. U.S. Gfol. Sur., 30, PK)7 ; Proc. A?ner. Soc. Testing Materials, 7. 211, 1907; 
F. .1. Dauiell, Journ. Sciince Art^, 1. 24, IK16 ; 2. 278, 283, 1817 ; J. V’. Davies, Iron Agi, 108. 
942, 1921 ; Rip. Eng. Foundation, 6. 1923 ; (». K. Davis, Jouin. Iron Steel Inst., 76. i, SO, 1908 ; 
E. Davy, B.A. Rip', 33, 1835; Phil. Mag., (3), 41. 389, 1835; W. Dimecke, (inssini, 15. 307, 
1928; H. G. Denham, Trans. New Zealand Inst., 57. 990, 1927 ; E. Dcslongehamps, 
Mims, (3), 9. 3, lS3(i; Journ. ("him. Med., 13. 89, 1837 ; }f. Diegel, Marine Rund., 4909, 1898 ; 
Stuhi Eisen, 19. 170. 224, 1899 ; 24. 567, 573, 629, 1904 ; ('hm. Ztij., 23. 366, 1899 ; Zeit. Ver. 
deut. Ing., 47. 1122, 1903; Verh. Per. Bejdrd. Gewerbijlfi.'iscs, 313, 1899; 93, 158, 1903; 
J. B. Dodds, Trans. N.E. ('oaA Inst. Eng., 5. 196, 247, 1889 ; If. J. Donker and R. A. lX‘ngg, 
Korrosion MitalUchutz, 3. 217, 241, 1927 ; W. Dittmar, Journ. Soc. ("hem. Ind., 3. 303, 1884 ; 
C. N, Drap<*r, ('hem. News, 56. 251, 1887 ; R. Droste, Chem. Ztg., 36. 678, 1912 ; G. A. Drysdale, 
Mich. Eng., 44. 579, 621, 1922; W. S. Dudley, Journ. Amer. Chem. Soc., 80. 247, 1908; 

W, R. Dunstau, Proc. ("hem. Soc., 19. 150, 1903 ; W. R. Dunstan, H. A. D. Jowett and E. Gould- 
ing, Journ. ('hem. Soc., 87. 1158, 1905 ; F. W. Durkee, Journ. Amir. ("hem. Soc., 18. 849, 1896 ; 
S. H. Ellis. Proc. Inst. Civil Eng., 199. 133, 1914 ; H. Eiulo. Science Rep. T6hoku Vniv., 17. 1111. 
1928 ; G. M. Enos, Proc. Eng. StK. IPfs/ Pennsylvania, 39. 30^), 1923 ; Journ. Ind. Eng. ('hem., 
17. 793, 1925; IP R. Evans, Journ. Franklin Inst., 208. 45, 1929; Tram. Faraday Soc., 19. 
201, 1023 ; Jmirn. Six. ("hem. hid., 43. 316, T, 1924 ; 44. 16.3, T, 1925 ; 45. 321, T, 1926 ; 47. 
55, 62, T, 1928 ; U. K. Evans and T. P. Hoar, Jmirn. Iron Steel Inst., 126, ii, 379,1932 ; M. J. Fal- 



INORGANIC AND THEORETICAL CHEMISTRY 


4m 

kenberg, Eng. News, 05. 347,1911 ; 0. Q. Fink and 0. M. Decroly, Trans. Amer. Elecirochem. Soc ., 
56. 239,1929 ; F. Ilscher, Dingier's Jaitrn., 222. 244,1876 ; F. Forster, Zeit. Ekktrochem., 16.980. 
1910 ; A. P. Ford, Joum. Amer. Soc. Naval Eng., 529, 1904 ; H. O. Forrest, Proc. Amer. Soc. 
Testing Materials, 29. ii, 128, 1929 ; W. A. Fowler, Mech. Eng., 17. 319, 368, 391, 640, 1906 ; 
E. J. Fox, Trans. Soc.. Eng., 4. 266, 1913 ; J. R. Francis, Mech. Eng., 29. 691, 1912 ; M. IVeund, 
Zeit, angew. Chem., 17. 45, 1904 ; J. A. N. Friend, Chem. Trade Joum., 50. 435, 1916 ; The Cor¬ 
rosion of Iron and Steel, London, 124,1911 ; Joum. Inst. Metals, 89. Ill, 1928 ; Chem. News, 104. 
164, 1911; Joum. Iron Steel Inst.-Carnegie Mem., 11. 2, 1922 ; 16. 131, 1927 ; 18. 61, 1929 ; 
Joum. Chem. Soc., 123. 2996,1923 ; J. A. N. Friend and P. C. Barnet, Joum. Iron Steel Inst., 91. i, 
336, 1916; Stahl Eisen, 85. 837, 1916; Chem. Trade Joum., 56. 436, 1916; Eept. Inst. Civil 
Eng. Deterioration of Structures Sea-water, 10. 9, 13, 1930 ; J. A. N. Friend and J. H. Brown, 
Proc. Chem. Soc., 27. 156, 1911 ; Joum. Chem. Soc., 99. 1302, 1911 ; J. A. N. Friend and 
C. W. Marshall, ib., 105. 2776, 1914 ; Joum. Iron Steel Inst.. 91. i, .353, 1916 ; A. Fry, Krupp's 
Monaish., 7. 186, 1926 ; G. W. Fuller, Eng. Rec.. 61. 660, 1910 ; R. H. Gaines, EUcirocEem. Ind., 
6. 232, 1^8 ; A. F. Ganz, Trans, Amer. Elecirochem. Soc., 14. 161, 1908 ; B. Garre, Korrosion 
MetalUchutz, 4. 53, 1928; R. Girard, Rev. Met., 28. 361, 607, 1926; Compt. Rend., 181. 216, 
652, 1926 ; 183. 213, 1926 ; 184. 818, 1927 ; J. Grantham, Trans. Inst. Naval ArchiterU, 10. 174, 
1860* J. Grossjuann, Journ. Iron Steel Inst., 79. i, 668, 1909 ; Eng., 107. 262, 1909 ; H. C. Haak, 
Oasschutz. Entgasung, Verdampferanlagen, Charlottenburg, 64, 1926 ; L. W. Haase, Joum. 
Casbeleucht., 71. 1009, 1928 ; F. Haber and F. Goldschmidt, Zeit. EUktrochem., 12. 62, 1906 ; 
R. A. Hadficld, Rept. Inst. Ciml Eng. Deterioration of Structures in Sea water, 10. 7, 1930 ; Proc. 
Roy. Soe., 101. A, 472, 1922 ; Proc. hist. Civil Eng., 214. 107, 1922 ; A. J. Hale and H. S. Foster, 
Journ. Soc. Chem. Ind., 34. 464, 1915 ; M. M. Hall, Journ. Roy. Inst., 7. 66, 1819 ; Quart. Journ. 
Science, 8. 262, 1818; 5. 169, 1818 ; R. E. Hall and W. H. Teague, Bull. Carnegie Inst. Tech., 
15. 1924 ; F. Halla, Journ. GasbeleucJU., 66. 908, 1913 ; W. M. Hamlet, Chem. News, 88. 219, 
1903 ; M. L. Hamlin and F. M. Turner, Chemical Resistance of Engineering Materials, New 
York, 123, 1923 ; F. Hanaman, Ueher Rostversuche mit nitrieriem Eisen, Berlin, 1913 ; K. Hase- 
gawa and S. Hori, Joum. Eng. Assoc. Manchuria, 7. 36, 1930; O. Hauser, Chem. Ztg., 37. 58, 
1913 ; W. J. Hay, Trans. Inst. Naval Architects, 4. 149, 1863 ; E. S. Hedges, Journ. Chem. Soc., 
831, 1926; M. Heegewaldt, Oas Wasserfach, 1133, 1926; A. Heinzelmann, Klein Mittel- 
hrauer, 37. 208, 241, 1914; T. Hermann, Journ. Oasbeleucht., 57. 88, 1914; A. d’Heureuse. 
Pogg. Ann., 75. 269, 1848 ; E. Hcyn, Mitt. tech. Versuchsanst., 38, 1900 ; E. Heyii and 0. Bauer, 
Mitt, MatcrialprUfungsamt, 26. 52, 1908 ; 28. 62, 1910 ; Joum. Iron Steel Inst., 70. i, 109, 1909 ; 
G. F, Hickothier, Anal. Argentina, 11. 369, 1924 ; W. R. Hodgkinson and N. E. BcUairs, PrcK. 
Chem. Soc., 11. 9, 1895 ; Chem. News, It. 73, 1895 ; W. R. Hodgkinson and A. H. Goote, ib., 
90. 142, 1904; B.A. Rep., 502, 1904; T, Holgate, (Jos World, 58. 479, 1913; H. M. Howe, 
Comm. Congris Internal, meihodes L'Essai, 2. i, 229, 1901 ; G. N. Huntley, Journ. Soc. Chem. 
Ind., 28. 339, 1909 ; 0. F. Hunziker, W, A. Corder and B. H. Nissen, Journ. Dairy Science, 12. 
262, 1929 ; K. Inamura, Science Rep. Tdhoku Cniv., 16. 979, 987, 1927 ; K. K. Jarvinen, Zeit. 
Unters. Ndhr. Otnuss,, 50. 221, 1925 ; G. Johnstone, Trans. Inst. Eng. Shipbuilders Sczttland, 46. 
71, 1901 ; J. A. Jones, Chem. Trade Joum., 70. 323, 1922 ; L. J. W. Jones, Eng. Min. Journ., 64. 
368, 1897; W. P. Jorissen, Chem, News, 111. 67, 1915; G. Jiingsi, Stahl Eisen, 19. 133. 
1899 ; C. J. B. Karsten, System der MetaUurgie, Berlin, 4. 204, 1832 ; Schweigger's Journ., 66, 
51, 166, 1832 ; A. Katz, Oester. Zeit. Berg. liUtt., 49. 201, 1900; J. F. Kempeon, Journ. Iron. 
Steel Inst., 76. i, 83, 1908 ; F. B. King, Trans. Amer. Soc. Mech. Eng., 15. 961, 1894 ; Iron Coal 
Trade Rev., 49. 16, 1894; G. von Knorre, Verb. Ver. Beford. Oewcrbejleisses, 265, 313, 379, 420, 
1910; Oesundheits. Ing., 34. 302, 1911 ; Stahl Eisen, 80. 1678, 1910; IrUemat. Zeit. MekUlog., 
1, 268, 1911 ; F. Kohn, Iron and Steel Manufacture, lx)ndon. 65, 1869; I. M. Kolthoff, Chem. 
Weekbl., 17. 668, 1921 ; Zeit. Unters. Nahr., 41. 97, 1921 ; 184, 1922 ; K. Konopicky, Zeit. 

Elektrochem., 36. 244, 1930 ; F. Korber and A. Pomp, Mitt. Inst. Eisenforschung, 9. 339, 1928 ; 
A. Krefting, Chem. Ind., 21. 668, 1898 ; 0. Krohnke, Ueber das Verhalten ivn Guss- und Schmiede- 
rohren in Wasser Sahlosungen und Sduren, Munster, 1911 ; Die Reinigung des Wassers fikr 
hdusliche und gewerblische Zweeke, Stuttgart, 1900; Wasser Gas, 14. 294, 1924 ; Met., 7. 674, 
1910 ; Metallrohreihd., 8. 1, 1910 ; 0. Lasche and W. Kieser, Kojistruktion und Material im Bau 
von Dampfturbinen und Turbodynamos, Berlin, 1925 ; A. I^edebur, Ilandbuch der EisenhUiten- 
kunde, Berlin, 1. 302, 1905 ; S. Leet, Ann. Phil., (J), 10, 396, 1817 ; W. B. Lewis and G. 8. Irving, 
Foundry Trade Eng., 85. 338, 1927 ; M. Lidy, Ann. Ponts Chaussies, (7), 9. 1, 1899 ; Echo Mines, 
24. 6719, 1899 ; Engg. News, 39. 85, 1897 ; L. Lindet, Compt. Rend., 189. 869, 1904 ; A. Liver- 
sidge, Chem. Ztg., 5. 218, 1881 ; Journ, New South Wales Roy. Soc., 14. 149, 1681 ; Chem. News, 
48.121,1881; W. Lulofs, Elect. Times, 66.689,1924 ; G. Lunge, Dingier's Joum., 261.131,1886; 
Chem. Repert., 10. 86, 1886; Joum. Iron Steel Inst., 29. i, 386, 1886 ; F. Lyon, Joum. Amer. 
Soc. Naval Eng., 24. 846, 1912; Me/:h. Eng., 80. 760, 1912; E. Maass and W. Wiederholt, 
Korrosion Metallschuiz, 6. 218, 241, 265, 1930 ; L. McCulloch, Trans. Amer. ElectrocEem. Soc., 50. 
197, 1926 ; B. G. McLellan, Joum. Soc. Chem. Ind., 86. 863, 1917 ; R. Mallet, B.A. Rep., 263, 
1839; 221, 1840; 1, 1845; C. Matignon and G. Desfdantee, Compt. Rend., 140. 853, 1905; 
P. Medinger, Ber., 61. 270, 1918; A. E. Henke, Com^. Rend., 104. 1800, 1887 ; W. Menxel, 
ZtU. Berg. HiUt. Sal, 55. 447, 1907 ; P. D. Merica, Chem. Met. Engg., 16.496, 1917 ; 8. Mioewios, 
Prumysl Chem., 11. 601, 1927 ; MetaUbbrse, 17. 1669,1927 ; J. T. Milton and W. J. Larke, Proc. 
Inst. Civil Eng., 154. 138,1902 ; G. T. Moody, Proc. Chem. Soc., 19.167,239,1903 ; A. Mandloin, 
Joum. Qasbeleucht., 67. 161, 178,1924 ; M. Mugdan, Zeit. Elektrochem., 9. 442,1903 ; J. T. Nance, 



IRON 


487 


Proc. Chem. Soc., 22. 143, 1906 ; M. le Naoiir, Genie Civil, 81. 271, 1898 ; Journ. Iron Sled InsL, 
58. i, 620, 1898 ; D. V. Onslow, World Power, 2. 146, 19^ ; H. Ost, Chem. Ztg., 26. 820, 1902 ; 
W. Palmaer, Korrosion MeialUchviz, 2. 68, 1926 ; S. W. Parr and F. G. 8traub., Chem, Met, 
Engg., 88. 604, 1926; Trans. Amer. Soc. Testing Materials, 26. ii, 62, 1926 ; A. Payen, Ann, 
Chim. Phys., (2), 60. 306, 1832 ; (2), 64. 266, 273, 1836 ; (2), 68. 405, 1846 ; Compt. Rend., 4. 
190, 1837 ; J. D. Pennock and I). A. MortOn, Journ. Amer. Chem. 8oc., 24. 377, 1902; 
W. H. Pepys, OilVs Tech. Repository, 188, 1828 ; Journ. tech. dkon. Chem., 8. 399, 1828 ; J. Percy, 
Metallurgy — Iron and Steel, London, 146, 1864; T. E. Perks, Journ. Soc. Chem. Ind., 48. 76, 
T, 1924; B. V. Perschke and G. I. TachufarofiP, Journ. Russ. Chem. Ind., 5. 623, 1928 ; Ann. 
Inst. Polyt, Oural, 7. 81, 1930; J. Persoz, Ann. Chim. Phys., (3), 24. 506, 1848 ; W. Peters, 
Apparaiebau, 87. 63, 1925; P. Petit, Compt. Rend., 122. 1278, 1896 ; Journ. Chem. Soc., 1. 12, 
1849 ; 2. 97, 1849 ; Phil. Mag., (3), 81. 360, 1847 ; Proc. Inst. CM Eng., 4. 323,1846 ; J. Pfeifer, 
Zeit. angew. Chem., 16. 193, 1902 ; R. Pfenninger, Ueber das VerhaUen von Eisen gegenUber von 
Wasser und wdsserigen Lossungen im Dampfkessel, Zurich, 1914 ; D. Phillips, Proc. Inst. Civil 
Eng., 85. 296, 1886 ; E. Pietsoh, B. G. Eggebrecht and W. Roman, Zeit. phys. Chem., 157. 363, 
1931; A. Pomp, Zeit. angew. Chem., 40. IM5, 1927 ; G. Popp, Zeit. dffentl. Chem., 4. 606, 1898 ; 
M. Portier, Rev. MU., 11. 793, 1914 ; J. W. Post, Proc. Inst. Civil Eng., 46. 304, 1901 ; 

E. B. R. Prideaux and R. M. Caven, Journ. Soc. Chem. Ind., 88. 353, T, 1919 ; E. Prinz, Jour-i. 
Gasbeleucht., 56. 761, 1913 ; P. N. Raikow, Chem. Ztg., 27. 1192, 1903 ; W. Ransom, Foundry 
Trade Journ., 24. 414, 1921 ; H. S. Rawdon, Journ. Research Bur. Standards, 2. 431, 1829 ; 
W. Reid, Papers on Subjects connected with the Duties of the. Corps of the Royal Engineers, I^ondon, 
8. 177, 1839 ; DinglePs Journ., 75. 246, 1840 ; H. E. Rhoades, Trans. Amer. Soc. Naval Archi¬ 
tects, 19. 379, 1907 ; W. D. Richardson, Trans. Amer. Elecirochem. Soc., 88. 221, 1920 ; J. Rennie, 
Proc. Inst. Civil Eng., 4. 333, 1845 ; H. Rirtne, Proc. Inst. Civil Eng., 158. 406, 1903 ; Stahl Eisen, 
24. 83, 639, 1904 ; J. K. Roberts, H. O. Forrest and R. P. Russell, Refrigerating Eng., 14. 173, 
187, 1927 ; P. Rohland, Zeit. Elektrochem., 15. 865, 1909 ; A. Romwalter, Gas Wasserfach, 78. 
178, 1930 ; F, J. Rowan, B.A. Rep., 229, 1876 ; The Practical Physics of the Steam-Boiler, London, 
1903 ; A. H. Sabin, Eng. News, 89. 69, 1898 ; Trans. Amer. Soc. Civil Eng., 86. 483, 1896 ; 48, 
44,1899 ; L. Santi, Boll. Chim. Farm.,is. 673,1904 ; M. Scheelhaase, Journ. Gasbeleucht., 52. 822, 
1909 ; T. Schmelzer, Chem. Ztg., 10. 763, 1886 ; F. Schmitz, Zeit. Metallhunde, 21. 64, 1929 ; 
W. B. Schulte, Trans. Amer. Electrochem. Soc., 22. 209, 1912 ; B. Schultz, Korrosion MetcUlschutz, 
1.209, 1926; E. Schulz, B arme, 60. 689,1927 ; Fuel Eccmomist,^. U3, 1927; J. Scott, 

Monthly, 49. 93,1916 ; W. A. Selvig and G. M. Enos, BuU. Carnegie Inst., 4,1922 ; J. B. Senderens, 
BuU. Soc. Chim., (3), 15. 691, 1897 ; E. C. Sherman, Engg. News, 61. 292, 1909 ; J. W. Shipley, 
Journ. Soe. Chem. Ind., 41. 311, T, 1922; J. W. Shipley and I. R. McHafiie, Canadian Met. 
Chem., 8. 121, 1924 ; Journ. Soc. Chem. Ind., 42. T, 319, 321, 1923 ; 48. 699,1924 ; Journ. Ind. 
Eng. Chem., 16. 573, 1924 ; J. W. Shipley, I. R. McHaffie and N. D. Clare, Journ. Ind. Eng. 
Chem., 17. 381, 1926 ; B. SiUiman, Amer. Journ. Science, (1), 4. 178, 1822 ; F. N. Speller, Journ. 
New England Waterworks Assoc., 90. 1926 ; Journ. Soc. Chem. Ind., 80. 263, 1911 ; Trans. Amer. 
Electrochem, Soc., 46. 313, 1924 ; Mech. Eng., 27. 473, 1911 ; 87. 246, 1916 ; 48. 1017, 1926 ; 

F. N. Speller and V. V. Kendall, Journ. Inst. Eng, Chem., 15. 134, 1923 ; F. N. Speller and 
C. R. TextcT, i6., 16. 393, 1924 ; A. Splittgerber, Die Aufbereitung des Kesselspeisewassers bei 
BerUcksichtigung der Eigenschaften des Rohwassers und der Betriebsverhdltnisse und die chemische 
BeiriebeUberwachung in Grossbetreiben, Charlottenburg, 1926 ; Die Wdrrrve, 48. 642, 1926 ; 

G. Stauch, Elekinriech. Zeit., 41. 202, 1920; T. Steel, Journ. Soc. Chem. Ind., 29. 1141, 1910; 
F. P. Stowell, Proc. Zool. Soc., 683, 1927 ; C. E. Stromeyer, Chem. Met. Engg., 18. 372, 1918 ; 
Eng., 124. 496, 1917 ; PagCs Weekly, 21. 826, 1912 ; Engg., 104. 646, 1917 ; A. T. Stuart, Journ. 
Ind. Eng. Chem., 5.1^5, 1913 ; R. Stumper, Feuerungstechnik, 14. 121, 1926 ; Rev. Tech. Luxem- 
bourgeoise, 15. 6, 1923 ; Compt. Rend,, 176. 1316, 1923 ; BuU. Soc. Chim. Betg., 84. 160, 1926 ; 
Korrosion MetaUschutz, 8. 169, 266, 1927 ; 4. 217, 1928 ; 5. 230, 1929 ; 7. 25, 1931 ; Iron Steel 
Ind., 1. 247, 1928 ; V. N. Svechnikoff and K. F. Starodoudoff, Journ. Russ. Ind. Met., 1, 1928 ; 
K. Taussig, Arch. Wdrmewortschaft, 8. 337, 1927 ; A. Thiel, Zeit. anorg. Chem., 121. 211, 1922 ; 
A. Thiel and H. Luckmann, Korrosion MetaUschutz, 4. 173, 1928 ; G. V. Thompson, Refrigerating 
Eng., 19. 87, 19.'10 ; T. G. Thompson, Journ. Iron Steel Inst.-—Carnegie Mem., 7. 232, 1916 ; 
T. Thomson, Ann. Phil., (1), 10. jfo2, 1817 ; W. Thomson, Trans. Manchester Assoc. Eng., 246, 
1893 ; Journ. Iron Steel Inst., 46. i, 697,1894 ; Journ. Soc. Chem. Ind., 18. 118,1894 ; F. Tiemann 
and A. Gartner, Handbuch der Untersuchungen und Beurieilung der Wasser, Braunschweig, 1896 ; 
M. Tilgner, Chem. Ztg., 60. 48, 1926 ; J. l^llmans. Die chemische Untersuchung von Wasser und 
Abuxisser, Halle, 1925 ; Journ. Gasbeleucht., 66. 362, 1913 ; J. Tillmans and O. Houblein, Gesund- 
heUs-Ing., 669, 1912 ; J. Tillmans, P. Hirsch and W. Weintraub, Journ. Gasbeleucht., 70. 846, 
877, 919, 1927 ; J. Tillmans and B, Klarmann, Zeit. angew. Chem., 86. 94, 1923 ; M. TJsener, 
Mitt. Praxis Dampfkessel., 632. 1902 ; W. Vaubel, Chem. Ztg., 87. 693, 1403,1913 ; W. Venator. 
ib., 10. 319, 1866 ; J. H. Vogel, Die Abwasser aus der Kaliindustrie, Berlin, 1913 ; M. Vogt, 
MUt. Praxis Dampfkessel., 683, 1903 ; G. B. Vroom, Journ. Amer. Soc. Naval Eng., 42. 449, 
1930 ; A. Wagner, Dingler's Journ., 218. 70. 1875 ; 221. 260, 1876 ; J. Walker and S. A. Kay, 
Journ. Soc. Chem, Ind., 81. 1013,1912 ; W. E. Warner, CoUiery Eng., 4.463, 1927 ; I. Wasilewslty 
and W. Badsynsky, Przemysl Chem., 16. 61, 83, 1931 ; P. West, Journ. Ind. Eng. Chem., 14. 
601, 1922; F. Westhofif, Zeit. angew. Chem., 24. 1216, 1911 ; G. Wetzler, Schweigger's Journ., 
49.484,1927 ; G. R. White, Journ. phys. Chem., 16. 723, 1911; W. G. Whitman and R. P. Russell, 
Journ. Ind. Eng. Chem., 17. 348. 1926 ; Journ. Soc. Chem. Ind., 48. 193, 1924 ; W. G. Whitman, 




488 


INOKGANIC^ AND THEORETICAL CHEMISTRY 


R. l\ RuKsell and C. H. B. Davis, Jourv. Ainer. Chem. Soc., 47. 75, 1926 ; H. F. Whittaker, Trans. 
Amcr. Soc. Cht m. Eng,, 15. 123,1923 ; S. Whyte, Trans. Faraday Soc.y 11. 235, 1916 ; H. Wilkin¬ 
son, On iJir Extraordinary Effect jnrodvced on Cast Iron by the ActioJi of Si a-water — Engines of 
Hor, Loudon, 23S, 1841 ; R. E. Wilson, Chem. Met. Eng., 2tl. 692, 1922; Journ. Ind. Eng. 
Chem., 15. 127, 1923; W. Windisch, Woehetmehr. Brauerei, 33. S45, 1910; H. Winstanley, 
Colhery Guardutn, 123. 216, 1922 ; I, H. Woolson, Eng. News, 64. 630, 1911 ; W. van Wiillen- 
Scholten, Arch. Eisenhutt., 2. 623, 1928 ; Stahl Eisen, 49. 212, 1929 ; G. Zelgor, ( him. Ind., 16. 
240, 192(): \^ Zomlyaiiitzuin and P. Ilobrovolsky, Journ. Jiuss. Chem. Ind., 6. 1047, 1929; 
(1. Zirnitc, Chem. Ztg., 12. 36.5, 1888. 

J. Aston, Tra7}s. Amer. Electrm'hem. Site., 29. 458, 1916; H. Barker and W. L, Upton, 
hngg. New.'^. 66. 10, 1911 ; Engg., 92. 232, 1911 ; H. Bauerman, Journ. (^hern. Soc., 34. ii, 136, 
1888; . Beek and F. von Hessert, Zcif. Etehtnuhem., 137. 11, 1931 ; L. F. Bellinger, Ei^gg. 

Xtws, 66. 614, 1911 ; (1. 1). Bengough and 1). F. Hudson, Journ. Inst. Metals, 21. 74, 140, 143, 
1919; (L J). Bengongli, K. M. Jones and R. Pirret, ib., 23. 125, 1929; 0. Berndt, K. Wirtz 


and L. JVeuss, DinghCs Journ., 15, 1912 ; W. .1. K. Binnie, Surveyor, 45. 636, 1916 ; B. Blount, 
Trans. Inst, ('trj Eng. Cunfainci, 110. 1907 ; P. Breuiile. Ann. Punts ('haitssiis, (8), 6. 1, J8J, 
1902 ; H. P. Brown. Tonimi, Ztg., 36. 1046, 1912 ; Engg. News, 65. 684, 1911 ; H. Buel, Engg. 
Jhi\, 38. 278. 409, 1898 ; (\ F. Burgess, Journ. Western Six-. Eng., 16. 397, 1911 ; W. S. Calcott, 
J. C'. VV hetzel and H. F. Wliittaker. Thi (\trrosion Tests and Materials of Construction for Chemical 
Apparatus, Xt w A ork, 1923; A. W. ('hapinan, Journ. Chem. Soc., 1466, 1930; J. 1. Prabtree 
and G. F. .Mathe^\s, Journ. Ind. Eng. Che?n.. 16. 671, 1924 ; H. J. M. tVeigliton, ('hon. Met. Engg., 
19. 618, 1918 ; Trans. Faraday Soc., 14. 156, 1918 ; K. A. Cross, Engg., 130. 30, 1930 ; A. S. (3ish- 
nian. Bull. I .S, Geol. Sur., 30, 1907 ; E. Donath, Zeit. angctc. Chem., 24. 1398, 2356, 1911 ; 
0« Dony-Herault, Bull. Soc. ( him. Belg., 36. 263, 1927 ; H. E. Diinkelberg, Stahl Ki^i n, 29. 1318, 
1909 ; VV. Dunn, Journ. Inst. Brit. Archihct^, 12. 21, 190.5 ; 13. .50, 1906 ; H. Endo, Sni nr< Pip. 
Tdhoku I ntv., 17. 1111, 1928 ; U. R. Evans, Traim. Faraday Soc,, 18. I, 1922 ; Journ. Chi m. Soc., 
92. 111, 1929 ; Journ. / nd. Eny. ('him., 17. 363. 192.5 ; Trans. LiverjKKd Eng., Soc., 47. 207, 1926 ; 
Journ. Soc. Chi m. / nd., 43. 127, F, 1924 ; 44. 166, T, 1926 ; The ('orrosion (if Mitals, London, 114, 
1926 (1 am indebted to the publishers for pt*rmissiori to adapt Fig. 384 from this work); P.G. Fink 
and C. M. Deeroly, Txins, A mer. Electrochm. Soc., 56. 239, 1929 ; A. P. Ford, Engg. Mi u s, 53. 316, 
1905 ; W. H, box, tb.,B7. .)69, 1907 ; J. A. N. Friend, The ('orrosion of Iron and Stul, London, 164, 
1911 ; /run ('oal Trades Per., 95. 596,1917 ; Trans. Concrete hist., 9. xiv. 1, 1921 : Tran.s. Faraday 
Soc., 27. 095, UI31 ; Survnjor, 53. 464, 1918; Iron Coal Trndis Piv., 95. 696. 1917; Journ. Iron 
Skel hid,-~~Canugii Mim., 3. 1, 1911 ; 11. 126, 1922 ; Journ. Iron Stul Inst., 76. ii, 9, 1908 ; 
J. A. N. Friend and J. H. Brown, ih., 83. i, 126, 1911 ; J. A. N. Friend and C. W. Marshall, 
Journ. Chem. Soc., 105. 2776, 1914; J. A. Friend and R. H. Vallamr, ih.. 121. 466, 1922; 
L. Gadd and C. P. Taylor, liGon Eisin, 32. 223, 1912 ; R. H. Gninvs, Engg. Pir., 69. 103, 1914 ; 
Iron Age, 93. 1006, 1914 ; Journ. Ind. Eug. Chem., 6. 766, 1913 ; Stahl Eisen, 34. 1354, 1914 ; 
H. A. Gardner, Journ. Ind. Eng. ('him., 7. 504, 1915; Journ. Ernnklin Inst., 179. 313, 1916 ; 
h. L. C»arrison, Prix-. Amer. Soc. Civil Eng., 28. 679, 1902 ; M. (iarv, Ihnt. Aussehuss Eisinbiton, 
22. 1913 ; 47. 1920; Dingler's Jonrn.. 328. 253, 1913; M. (brous-se, Compt. Hind., 167. 705, 
1913 ; K. A. (Joslich, Zement, 10. 4.50, 460, 1921 ; R. (rrun, Ilandbuch fur Eisi nbetimbaii, Berlin, 
5. 31, 1923 ; Stahl Eisin, 41. 577, 1921 ; Tonivd. Ztg., 52. 1184, 1928 ; Zemnit, 10. Ill, 1921 ; 
A. Guttmann, Stahllmu, 3. 16, 1930; R. E. Hall and VV. VV. Teague, Bull. Coop. Coal Min. 
Investigation, 15. 9, 1924 ; M. J... Hamlin and F. M. Turner, The CIo mical Pi sistanrc of Engim iring 
Materials, New' ^ ork, 1923 ; F. Hanaman, I'eber Postrersuchi mil nitriirtnn Eisin, Berlin, 1913 ; 
E. N. Hedge.s, Journ. ('hem. Soc., 581, 831, 1926; (L VV'. Heine and A. ('leinente, Philippine 
Journ. Science, 16. 439, 1920 ; E. Heyn and O. Bauer, Journ. Iron Stul Inst., 79. i, 109, 1909 ; 
Mitt. Majerialpriifungsamt, 26. I, 1908; 28. 81. 1910; A. L. A. Himmelwriglit. Iron Aye, 79. 
141, 1907 ; Engg, Aews. 56. 649, 1906 ; F. VV'. Hinrieb.sen, Mitt. Matiriaf/rrnfungsamt, 25. 321, 
1907 ; W. P. Jori.S8en, Zeit. nnguv. Chem., 23. 230,5, 1910; A. A. Knudsori, Trans. A mi r. Inst. 
Elect. Eng., 26. 231, 1907 ; Electrician, 69. 2J3, 1907 ; Cassiers Mag., 80. 337, 190t»; A. S. J^ings- 
dorf, Journ. Assoc. Engg. Nor., 42. 69, 1909 ; M. Lidy, Ann. Pouts Chaussus, Cl), 9. iv, 229, 1899 ; 
Iron Age, 87. 486, 1911; S. Lindeck, ElektreAech. Zeit., 17. 180, 1896; K, Lubowsky, Zeit. 
Elehrochem., 19. 931, 1913; H, Luftsehitz, Tonind Ztg., 43. 171, 1919; A. L. MeAufay and 
H. Bastow', Journ. Chem. Soc., 85, 1929; A. L. M<'AuIay and F. P. Bnwden, ib., 127.‘2605, 
1925; F. P. McKibljen, Eny. Sews, 67. 755. 1912; C. E. Magnussem and G. H. Smith, Trans. 

W A/fr/. Evg., 30. 939, 1911 ; Engg., 92. 174, 1911 ; A. del Mar and J). C. Wocalbury, 
Elect. arid, 70. 916, 1917 ; E. R, Matthews, Mech. Eng., 23. 441, 1909; Journ. Chem. Met. 
CO ^/nm, 10. 228, 1909 ; Iron Cmil TradeF Rev., 78. 544, 1909 ; V. Mecke, Temirul. 

^.,53. 27. 1229, 1929; W. MiehaoHs, Der Erhdrtungsproze,ss der Kalkkaltigen hydraulischen 
Bindenuttel, Dresden, 20, 19tKj; E. Moerseh. Der EmnbeMmlmi, Stuttgart, 1 . i, 35, 1923 ; 

U Architects, 12. 47, 1906; M. Mugdan, Zeit. Ekktrochem., 9. 

roA imn ^ewd>erry, Engg. News, 47. 336, 1902; U. J. Nicholas, th., 60. 710, 1908 ; 64. 
^AAo m CAew. Sis'., 68. ii, 740, 1905; C. L. Norton, Iron Age, 70. 7. 

Vf ’ ’ ^333, 1902 ; 61. 29. 19(H ; F. Numachi, PhiL 


ul Eng., 40. 1641, 1914; M. Quedefeld, CtrUr. BaverwalL, 82.623, 1912 ; K. Rein* 



IRON 


489 


bold, Tonind. Ztg.^ 89. 683, 1915; E. L. llhead, Journ. Manchester Coll, Tech.^ 12. 41, 1926; 
Journ, Soc. Chern. Ind.y 89. 128, 11, 1920; 0. Rode, Chem. Ztg.y 62. 311, 1928; W. Koedor, 
Tonind. Ztg.y 89. 571, 1915 ; B. E. Roetheli and G. L. Cox, Journ. Ind. Eng. Chew., 28. 1084, 
1931 ; P. Hohland, Der Eisenlwhm, LoipziK^ 32, 1912 ; Etahl Eisen, 27. 156, 1907 ; 28. 156, 1908 ; 

29. 408, 1909 ; Toniml. Ztg., 32. 2049, 1908 ; 33. 283, 1909 ; Zeit. angew. Chan., 21. 838, 1908 ; 
24. 2356, 1911 ; Chem. Ind.y 33. 741, 1910; E. B. Ho.sa, B. McCollum and O. 8. IVtcrs, I'ech. 
Paper U.iS. Bur. EtandardSy 18, 1913 ; J. W. 8chaub, Engg. News, 51. 561, 1904 ; G. P. SliatTcr, 
Engg. Bee., 62. 132, 1909 ; E. N. Speller, Cnrro.si()n : Cau.ies and Preventiony New York, 1926 ; 
E. W. Taylor and S. K. I’homp.son, Treatifte on Concrete—Plain and Beinforced, N<‘W York, 1905 ; 
C. V. 3'honipHon, B< frig (rating Eng., 19. 87, 1930; T. (i. 3'homph()n. Journ. Iron SUd Ind. — 
(\irnegi< Mem., 1. 232^ 1916; B. 11. Thwaite, Iron Sled Mag., 11. 411, 1906; Conndf, 1. 46, 
1906 ; M. Toeh, Proe. A mer. S'or. T( ding MaUrialx, 6. 150, 1906 ; Trans. Atner. Ehetroda ni. Soc., 
9. 77, 1906 ; 14. 207, 1908 ; 15. 391, 1909 ; Journ. Anur. ('hem. Soc. ,25. 761, 1903 ; hh ctioehnii, 
M(t. Ind.y 4. 215, 1906; 7. 522, 1909; O. (J. Trig^;, Brit. Pat. No. 362.5, 1914 ; II. C. Turnei, 
Engg. Niws, 52. 75, 153, 1904 ; 59. 1.53, 1908 ; M. C. Tutton, ib., 67. 755, 1912 ; 5'. I5 hida and 
M. Hamada, Bull. Earthguake 1 net.dtgatdais Tokyo, 10. 115, 1928; W. H. .). Vernon, J(>urn. 
Birmingham Md. Soe., 7. 464, 1919; L. Wagoner and E. H. Skinner, Engg. Nnv.s, 56. 458, 1906 ; 
K. M. WatHon, Mdal Ind.. 23. 553, 1923 ; K. M. Watson and 0. P, Watts, Trans. Anur. Kledro- 
chern. Erjc., 21. 337, 1912; 44. 13, 1923; O. W Watts, ih., 33. 173, 1918; W. H. W-bstei. 
Trans. Anur. Soc. Ctri/ Eng., 50. 293, 1902; .1. P. Whiskemann, B(r., 47. 394, 11103; 
\\\ G. Whitman and K. 1*. Russell, Journ. Soc. Clum. Ind., 43. 193, T, 1924 ; ('la rn. Md. Engg., 

30. 671, 1924; Journ. Ind. Eng. ( turn., 16. 276, 1924; W. G. Whitman, R. P. Russell and 

A. J. AIti(Ti, ib.y 16. (>65, 1924 ; W. G. Whitman, it. P. Russell and G. H. B. Davis, 
J(nirn. Atrur. ( lum. S(k'., 47. 70, 1925; H. E. Whittaker, Trans. Arncr. Ind. Clutn. hng., 15. 
114, 1923 ; B. Zseliokkc*, Sdueriz. Ban Ztg., 67. 285, 1916. 

J. H. Andrew and H. Hyrnan, Journ. Iron Sttel Just., 109. i. 151, 1921 ; H. '1'. Angus 
and J. \\\ Cobh, Jonrn. .S'or. ( iurn. Ind., 46. T, 68, 1927 : V. 1. ArkharotT. Journ. Phys. (lum. 
C.S.S.B., 2. (>74, 1931 ; I). H. Jkinghani and J. Stafford, Satnre, 115. 83, 1925 ; 1*. Baidenhauer 
and K. L. Zeyen, Mitt. Ind. Ius< n[(usehung, 11. 254, 1929; C. Baru.s, Naturf, 41. 3()9, 1889 ; 
(\ Barns and \’. Strouhal, Hull. t'.S. (iiol. Snr., 27, 1886; G. 1). Ik'ngough and E. R. E\ans, 
Journ. Inst. Mdah, 33. 253, P.)25 ; S. Jiidwell, Nature, 23. 345, 391, 1885 ; IT. C. 11. Caii>ent(T, 
Journ. Iron Stnl Inst., 83. i, 196, 1911 ; il. C. H. Car])enter and C. E. Elarn, tb., 105. i. S3, 1922 ; 

B. N. Chuekerhiitti, 7Vor . Itutiuu Js.sor., 7. 75, 1922 ; J. W. Cobl), Journ. Soc. ( lum. Ind., 46. 
T, 61, 1927 ; .1. A. Comstock, lhat Tr(atir¥j Forging, 17. 899, 905, 1931 ; F. H. Consttil)ie, Pior 
/^oy. .Sor,, 117. A, 376, 192s ; .1, C<»\irnot uiui L. Halm, GompC/Vf 196. lOlT, 1933; A. Cunning 
ham, .4/r/o Snr. India. 169, 1865 ; ,1. Czoehralsky, SUthl Eiscn, 35. 1135, 1915 ; .1. 11. S. Diekeii 
son, Journ. Iron Stid Ind., 106. n, 103, 1922 ; d. S. J)uiin, i*roc. Boy. Son., HI. A, 203, R926 ; 
Journ. Soc. ( hern. Ind., 46. 109, T, 1927 ; V. R. FAnns, 7V<a'. Phys. Soc., 45. 213, 1926 ; TIu ('or- 
rosion of M*tah, Eondon, 155, 1926 ; Jonrn. Soc. ('}u m. Ind. —t 'hnn. Ind., 45. 21 1, 192t) ; Journ. 
Sor. ('him. Ind., 47. 55, T. 62. 'E, 1928; Trans. Faraday Soi\, 19. 201, 1923; Tr'ans. Arno, 
FAiCtrochern. Sor., 46. 217, R»24 ; Naturr, 120. 584, 1927 ; Trans. Livrrpoot Fngg. Soc., 47. 207, 
1926; Pror. Boy. Sor.. 107. A. 228. 1925; E. R. Evans ami d. Sto( ktlah*, Ji/nrn. ('/urn. Sih'., 
2651, 1929 ; F. A. Fahreiiwald. Pruc. .-itrur. Sor. Ti.sting MirtouiJs, 24. in .310, 1924 ; .1. Fr.inz, 
Pogg. Ann., 86. 388, 1852 ; d. A. N, Friend, Journ. Iron Sted Inst.—('arrugu Mfui., 11. I, 1922 ; 
Jonrn. Iron Stid Inst., 80. li, 172, 1909; d. A. N. Friend aiid W. E. Thorneyeroft, ifr., 112. li, 
225, 1925 ; R. E. (bile, Journ. Sor. ('hnn. hid., 43. 349. T, 1924 ; d. W. (iardoin, Fnnridty Tiadi 
Journ., 29. 269, 1924 ; »1. M. (iaugaui, ('ornpt. Bind., 36. 612, 18.53 ; I*, (bx'renv, Finfntn muj m 
die Mdatlographu, Halle a. S., 1915 ; E. Guillet and A. M. Porti'vm. B(r, Md., 6. 59, 102. 1909 ; 
R. A. Hadtield, Journ. Iron Sted Inst., 85. i, 134, 1912 ; Pro<\ Boy. Si>r., 86. A. !U, 191 2; Jonrn. 
Sor. Chem. Ind.- ('hern. Ind., 44. 1029, 1925; H. Haedieke, iSVa/i/ Fism, 7. 144. 1887 ; 25.978. 
1905; E. Hanarnan, Vdnr BostorsurJu rnit ndriirinn Ktsm, Ik'rlm, 1913; W. H. Hattield, 
Journ. Iron Sted Inst., 115. i, 483, 1927; 117. i, 573, 1928; E. H. H(‘mlng^^<ly and 
(E R. Ensrninger, Trans. Amer. Inst. Min. Eng., 67. 392, 1920 ; Chew. Md. Engg., 23. 366, 1920 ; 
E. N. Hinshelvvood, Pror. Boy. Sor., 102. A, 318. 1922; K. Hofmann. Sfahf Eismi, 46. 916, 
1926; H. M. Houe, Thi Mdallurgy of Steel, New York. 1. 23. 1891 ; Pror. Anur. Sor. 7\ sting 
Materials, 6. 158, I90(i ; E. H. Hurren, Pror. hist. Briti.sh Fonndryrru n, 222. 1921 ; K. Inamura, 
Science Brp. Tdhoku Cnir., 16. 987, 1927 ; D, H. Ingall and H. Eield. Journ. Iron Sttd Inst., 
111. i, 265, 1925; d. .lahn. Cdrrr dit Einwirkung von ilasen nnf MiiatU nnd MOafhgio nngi n, 
Weidaa.Tli., 1912; H. C.\ F\ doivkin, B..\. Rep.,l]A, 1861 ; G.dung, Zdt. phys. ('Iurn.. 119. Ill, 
1926 ; F. K6rl)cr, Zdt. anorg. ('hnn., 154, 267, 1926 ; E. KorlKT and A. Pomp, Mitt. Ind. A’/.xa- 
forschung, 9. 339, 1928 ; V. Kohlsehiittor and E. Kruhonbiihl. Zot. Eh ktus'hnn.. 29. 570. 1923 ; 
I. Kotaira, Journ. Study Nonftrrnus Metals, 8. 25, 1928 ; Af. KurcMla, Scii nci Pa}iirs Inst. Phys. 
('hem. Research, 14. 145. 1930; A, N. Kossogov.sky, Mdallnrgta, 5. 505, 1930; E. E. Law, 
Journ. Iron Sted Inst., 74. ii, 104, 1907 ; A. T.,edebur, Handbuch drr Ei''nthntf( nkundr, Lx'ipzig, 
1. 344, 1923; (). Hdleji, Trans. Amer. Sor. Stid Tnatimj, 1. 346, 1921 ; L. Liiw-enherz, Zdt. 
hidrkdi'., 9, 316. 1889; O. Lutlierer and K. H. Weaver. Amer. Cas Journ., 132. 41, 1930; 
CE C. MeO>riuiek, Trans, Amer. Soc. Stid Trfating, 2. UKlG, 1922 ; A. >rallock, Proc. Boy. Soc., 
94. A, 56, 1918; C, B. Mnrson and J. W. Cobb, Journ. Soc. ('hnn. hid.,*^. T, 62, 1927 ; 

C. Mason, Journ. IJiys. ('hem., 28. 1233, 1924 ; A. G. FE Malhe.son, Jouni. Iron Stul hisl., 
79. i, 105, 1909; J. Milbauer, Chem. Ztg., 36. 1170, 1912; D. W. Murphy, W. P. Wood and 




490 mORGANIC AND THEORETICAL CHEMISTRY 

W. E. Jominy, Traiu. Anur. See. Steel Treating, IP. 193, 1932; D. W. Murphy and W. B. .^ininy, 
HuU. Eng. Univ. Michigan, 21, 1931; J. Newman, Metallic Structures : ( orroston and 
and their Prevention^ London, 67, 1906 ; T. Nishina, Kinzoku-no Kenkyu, 7. 379, 1930 ; L. Nobli, 
Taylor^a Scieni, Mem., 1. 108, 1837; Bibl. Univ., 41. 169, 1829 ; 44. 337, 1830; Schweigger's 
Joum., 61. 406, 1831 ; 68. 67, 197, 1831 ; A. L. Norbury and E. Morgan, Joum. Iron Steel Inat., 
128. i, 413, 1931; P. Oberhoffer, Das iechnische Eisen, Berlin, 486, 1926; A. E. Outerbridge, 
Trans. Amer. Inst. Min. Eng., 85. 223, 1905; L. B. Pfeil, Meat Treating Forging, 15. 734, 
862, 1929 ; Jonm. Iron Steel Inst., 118. ii, 167, 1928 ; 119. i, 601, 1929 ; 123. i, 237, 1931 ; 127, 
i, 337, 1933 ; N. B. Pilling and R. E. Bedworth, Joum. Inst. Metals. 29. 529, 1923 ; Chem, Trade 
Joum., 72. 317, 1923; Metal Ini., 22. 560, 686, 619, 1923; Chem. Met. Engg., 27. 72, 1922 ; 
Stahl Eisen, 48. 376, 1923; W. H. Poole, Proc. Inst. British Foundrymen, 726, 1923; 
C. V. Raman, Nature, 109. 106, 1922 ; F. Reiser, Das Harten des StahUs in Theorie und Praxis, 
Leipzig, 103, 1919; W. C. Roberta-Austen, Trans. Inst. Mevh. Eng., 710, 1881; F. Robin, 
Bull. Soc. Enc. Nat. Ind., 118. 204, 1912; E. C. Rollason, Journ. Iron Steel Inst., 127. i, 391, 
1933 ; W. Roaenhain, Trans. Faraday Soc., 11. 236, 1916 ; H. F. Rugan and H. C. H. Carpenter, 
Journ. Iron Steel Inst., 80. ii, 29, 1900 ; M. Schmierer, Schleijmittelindustric, 3. 171, 1926 ; Tech. 
ZeitsclMu., 11. 9, 1926; E. Schroder and G. Tammann, Zeit. anorg. Chem., 128. 179, 1923; 
W. Schroder, Arch. Eiscyihuttenvicsen, 6. 47, 1932; H. ^ott, Chem. Met. Engg., 25. 72, 1921; 
V. A. Smith, Joum. Boy. Asiatic Soc., 1, 1897 ; 143, 1898 ; C. J. SmitheDs, S. V. Williams and 
J. W. Avery, Joum. Inst. Metals. 40. 269, 1928 ; J. E. Stead, Joum. Iron Steel Inst., 58. ii, 137, 
1900 ; 94. ii, 243, 1916 ; 103. i, 271, 1921 (I am indebted to the Secretary of the Iron and Steel 
Institute for permission to use Figs. 390 and 391); S. Stein, ib., 86. ii, 460, 1889 ; Btr. Nieserrh. 
Oes., 30, 1889 ; G. Tammann, GoU. Nachr., 225,1919 ; SUihl Eisen, 40. 1378, 1920 ; 42. 615,1922 ; 
Bee. Trav. Chim. Pays-Bas, 42. 547, 1923 ; Zeit. anorg. Chem., 111. 78, 1920 ; 124. 26, 1922 ; 

G. Tammann and K, Bochoff, ib., 169. 42, 1929 ; G. Tammann and H. Bredemeier, ib., 142. 
64, 1926 ; 144. 65, 1926 ; G. Tammann and W. Koster, ib., 128. 196, 1922 ; G. Tammann and 
C. F. Marais, ib,, 135. 127, 1924 ; G. Tammann and W. Rein&ckcr, ib., 166. 261, 1926 ; G. Tam¬ 
mann and G. Siebel, ib., 148. 311, 1926 ; S. P. Thompson, Nature, 32. 366, 1886 ; F. S. Tritton 
and D. Hanson, Joum. Iron Steel Inst., 110. ii, 90. 1924 ; T. Turner, Proc. Birmingham Phil. Soc., 

6. 296, 1889 ; Chem. News, 60. IIK), 1889 ; Metal Ind., 25. 646, 1924 ; Y. Utida and M. Saito, 
Science Bep. TSholcu Univ., 13. 391, 1925 ; W. H. J. Vernon, Joum. Chem. Soc., 129. 2273, 1926 ; 
Trans. Faraday Soc., 19. 862, 1924 ; 28. 113, 1927 ; G. W. Vinal and G. N. Schramm, Amer. 
Metal Ind., 22. 15, 110, 151, 231, 1924; J. Wallace, Joum. Iron Steel Inst., 76. i. 84, 1908; 

J. H. Whiteley, ib., 117. i, 277, 1928 ; J. Zumstein, Edin. Joum. Science, (1), 1. 16, 1824 ; Mem. 
Acead. Torino, 26. 230, 1820. 

L. Aitchison, Engg., 108. 799, 834,1919 ; N. Armann, Teh. Tid.,62. 26,1932 ; H. W. Bailey, 
Bull. British Non-Ferrous Besearch Assoc., 14, 1925 ; H. N. Bassett, Ind. Chemist, 7. 318, 1931 ; 
A. Bensel, Trans. Amer. Soc. Steel Treating, 1. 698, 1921 ; G. R. Brophy, ib., 2. 384, 1922 ; 

H. C. H. Carpenter, AUoy Steels, London, 1927 ; Joum. Soc. Arts, 76. 260, 278, 302, 326, 1928 ; 
P. Chevenard, Compt. Bend., 176. 486, 1922 ; Chal. Ind., 4. 167, 1923 ; Mim. Bur. Internat. Poids 
Metiers, 12. 144, 1927; J. D. Corheld, Iron Steel Eng., 6. 167, 1929; J. H. S. Dickenson, 
Joum. Iron Steel Inst., 106. ii, 103, 1922; J. W. lionaldson, MeiaUurgia, 2. 29, 1930; 
Joum. Soc. Chem. Ind. — Chem. Ind., 50. 838, 1931 ; Foundry Trade Journ., 47. 338, 1932 ; 
T. G. Elliot, R. J, Sarjant and W, Cullan, %h., 61. 502, 537, 1932 ; T. G. Elliot and G. B. Willey, 
Joum. Soc. Chem. Ind.—Ohem. /nd., 45. 526, 1926; Metal Ind., 29. 109, 134, 156, 1926; 

K. Endell, JernkorUorets Ann., 114. 336, 1930; F. A. Fahrenwald, ('hem. Met. Engg., 28. 
680, 1923; Proc. Amer. Soc. Testing Materials, 24. ii, 310, 1924; H. J. French, Chem. 
Met. Engg., 33. 591, 1926; Chem. Trade Journ., 79. 469, 1926; Trans. Amer. Ekctrochem. 
Soc., 50. 47, 88, 1926; A. Fry, Krupp's Monatah., 7. 165, 1926; Metallurgist, 2. 183, 1926; 
J. Galibourg, Aciers Speciaux, 6. 547, 1931 ; C. Grard, Ber. MB., 23. 317, 1926; Compt. 
Bend., 181. 1143, 1925; H. Gruber, Zeit. Meiallkunde, 161, 1931 ; R. A. Hadfield, Iron 
Coal Trades Bev., 114. 60, 1927; Metal Ind., 30. 117, 1927; R. A. Hadfield, T. G. EUiot 
and R. J. Sarjant, Joum. Soc. Chem. Ind., 49. 41, T, 1930 ; R. A. Hadfield and R. J. Sarjant, 
Fuel Econ. Bev., 7. 72, 1928; H. H. Harris, Iron Age, 105. 729, 1920; W. H. Hatfield, Ind. 
Chemist, 7 477, 1931 ; Journ. Iron Steel Inst., 116. i, 483, 1927 ; 117. i. 673, 1928 ; O. Hengsten- 
berg and F. Bornefeld, Krupp's Monatsh., 12. 153, 1931 ; T. Hoffmann, Korrosion MetaUschutz, 

7. 21, 1932 ; E. Houdremont and V. Ehmeke, Arch. EisenhUUenwesen, 8. 49, 1929 ; Metallurgist, 
5. 156, 1929 ; Krupp'a Monatsh., 10. 79, 1929 ; G. H. Howe and G. R. Brophy, Oen. Elect. Bev., 
25. 267, 1922 ; C. H. M. Jenkins and H. J, Tapsall, Joum. Iron Steel Inst., 128. i, 313, 1931 ; 
C. H. M. Jenkins, H. J. Tapsell, C. R. Austin and W. P. Rees, ib., 121. 1, 237, 1030 ; C. M. John¬ 
son, ib., 121. i, 740, 1930 ; Trans. Amer. Soc. Steel Treating, 1. 564, 1921; H. Jiingbluth and 
H. Muller, Krupp's Monatsh., 12. 179, 1931 ; J. F. Knyaer, Trans. Faraday Soc.', 19. 184, 1923 ; 
F. Korber and A. Pomp, Mitt. Inst. Eisenforschung, 9. 339, 1927 ; Stahl Eisen, 48. 681, 1928; 

L. Losana, Ind. Chimica, 6. 11, 1931 ; A. McCanoe, Beat Treating Forging, 18. 606, 514, 1927 ; 
R. 8. MacP.herran, Trans. Amer. Inst. Min. Eng., 27. ii, 73, 1927 ; C. E. MacQuigg, Proc. Amer. 
Soc. Testing Makrials, 24. ii, 373,1924; Tfans. Amer. Inst. Min. Eng., 69.831,192^ ; S. A. Main, 
Joum. Inst. Aeronautical Eng., 1. 6, 1927 ; J. A. Matthews, Joum. Ind. Eng. Chem., 81. 1158, 
1930; A. Michel, Aciers Spiciaux, 6. 636, 1932; £. Morgan, BuU. British Nor^Ferrous Besearch 
Assoc., 12. 1926 ; Paper Inst. Brit. Foundrymen, 623, 1983; D. W. Muiphy, Iron Steel Eng.t 
9* 260, 1932; 1>^ W. Morphy and W. £. Jominy, Bull. Eng. Univ, Mfchigan^ 21, 1931 ; 



IRON 


V* V ‘ ^wcr. Soc, Steel Treating, 19. 193,1932 ; 

^ TT T lte«earch Asaoc,, 32, 1931 ; T. H. Nelson, /rcm Age, 126. 431, 

518, 1930; H. D, Newell, Tram, Amer. Soc, Steel Treating, 19. 673, 1932 ; A. L. Norbury and 
E. Morgan, PreprirU Amer. Foundrymen's Assoc., 33, 34, 1933 ; W. Oertel and A. Schepers, Stahl 
Eiun, 58. 611, 1932 ; A. E. Perkins, Colorado School Mines Mag., 21. 15,35,1931 ; H. D. Phillips, 
Blast-Furnace Steel Plant, 18. 1143, 1930 ; Heat Treating Forging, 16. 466, 1930 ; R. J. Piersol, 
Trans. Illuminating Eng. Soc., 20. 1121, 1926 ; E. P. Poste, Joum. Amer. Cer. Soc., 6. 811, 1922 ; 
W. Rohn, Appwatebau, 89. 282, 1927 ; Korrosion Metallschutz, 4. 26, 1928 ; W. Rosenhain and 
C. H. M. Jenkins, Journ. Iron Steel Inst., 121. i, 225, 1930; R. J. Sarjant, Journ. Soc. Class 
Tech., 18. 167, 1929 ; A. Sauveur, Trans. Amer. Soc. Steel Treating, 17. 410, 1930 ; B. J. Sayles. 
Fuels Furnaces, 8. 699, 836, 844, 1930; W. Schroder, Arch. Eisenhiitienwesen, 6. 47, 1932 ; 
K. Schiiz, Mitt. Forsch. Konzerns CutehoffnungshUtte, 1. 34, 19.30; O. Smalley, Trans. Amer. 
Foundrymen's Assoc., 34. 881, 1926; Foundry Trade Journ., 34. 303, 1926; (J. J. Smithells, 
S. V. Williams and J. W. Avery, Journ. Inst. Metals, 40. 269, 1928 ; S. W. G. Snook, Class, 1. 
417, 1924; Journ. Inst. Metals, 83. 500, 1925; F. N. Speller, Proc. Amer. Petroleiim Inst., 102, 
1932; L. W. Spring. Elect. World, 97. 459, 1931 ; Iron Age, 127. 1004, 1090, 19.31 ; L. J. Stan- 
Iwry, Heat Treating Forging, 16. 1031, 1191, 119.5, 1,322, 3128, 1930; R. Stumper, Korrosion 
Metallschutz, 7. 25, 1931; J. Strauss, Trans. Amer. Soc. Steel Treating, 16. 191, 1929 ; W. B. Sulli¬ 
van, Fuel Oils, 5. 14, 80, 82, 1926 ; R. Sutton, Trans. Amer. Soc. Steel Treaii'ng, 12. 221, 1927 ; 
('. Upthegrove and I). W. Murphy, ib., 21. 73, 19.33; E. Valenta, Journ. Iron Steel Inst .— 
Carnegie Mem., 19. 79, 1930. 

H. T. Angus and ,1. W. Cobb, Journ. Soc. ( hem. Ind., 46. T, 68, 1927 ; W. H. Blackburn 
and J. W. (V)bb, ib., 49. 465, 1930; J. W. (\>bb, xb., 46. T, 61, 1927; J. H. S. Dickenson, 
Journ. Iron Sled Inst., 106. ii, 103, 1922; ,1. 8. Dunn, Proc. Roy. Soc., 111. A, 203, 1926; 
Journ. Soc. Chem. Ind., 46. 109, T, 1927 ; J. W. Gardom, Foundry Trade Journ., 29. 269, 
1924 ; W. H. Hatfield, Ind. Chemist, 7. 477, 1931 ; Journ. Iron Steel Inst., 115. i, 483, 1927 ; 
117. i, 573, 1928 ; F. H. Hurren, Proc. Inst. British Foundrymen, 222, 1921 ; D. H. Ingall and 
H, Field, Journ. Iron Steel Inst., 111. i, 265, 1925 ; R. L. Kenyon, Metals Alloys, 3. 220. 
1932 ; O. Lellep, 7Wans, Amer. Soc. Steel Treating, 1. 346, 1921 ; G. C. McCormick, ib., 2. 1006, 
1922 ; C. B. Marson and J. W. Cobb, Journ. Soc. (''hem. Ind., 46. T, 62, 1927 ; R. Milsche, 
Giesserei, 18. 537, 1931 ; J. H. G. Monypenny, Metallurgia, 1. 61, 1930 ; Journ. Soc. Chem. Ind., 
39. 390, R, 1920 ; Trans. Amer. Inst. Min. Eng., 70. 47, 1924 ; Tram. Faraday Soc., 19. 169, 
1923; Journ. Iron Steel Inst., 101. i, 493, 1920; Stainless Iron and Steel, London, 1926; 
4). W. Murphy, W. P. Wood and W. E. Jominy, Trans. Amer. Soc. Steel Treating, 19. 193, 1932 ; 
A. L. Norbury, Journ. Iron Steel Inst., 101. i, 627, 1920 ; 119. ii, 443, 1929 ; MetaUborse, 20. 
1939, 1930; W. H. Poole, Proc. Inst. British Foundrymen, 725, 1923; W. Schroder, Arch. 
Eisenhiitienwesen, 6. 47, 1932 ; .1. E. Stead, Journ. Iron Steel Inst,, 58. ii, 137, 1900 ; 94. ii, 243, 
1916; 103. i, 271, 1921; R. Stumj)er, Korrosion Metallschutz, 7. 25, 1931; Y. Utida and 
M. Saito, Science Rep. Tdhoku I niv., 13. 391, 1925. 

F. Abel and E. Maitland, Journ. Iron Steel Inst., 30. ii, 465, 1886 ; P. R. Alger, Proc. U.S. 
Naval Inst., 86. ii, 697, 975, 1910 ; Journ. L .S. ArtUUry, 34. 286, 1910 ; A. E. BeUis, Trans. 
Amer. Inst. Min. Eng., 62. 292, 1919 ; A. Bennington, Scient. Amer., 122. 44, 1920; ScierU. 
Amer. Month., 1. 33, 1920 ; E. l^rl, Chim. Ind., 21. 462, 1929 ; E. Bravetta, Riv. ArtigJ. Genio, 
28. iii, 1, 1911 ; H. C. H. Carpenter, Trans. Inst. Naval Arch.. 60. 83, 1918 ; P. Charbonnier, 
Balistique irUirieurt Paris, 1908 ; Mini. Artil. f^rancaise, 1. 1001, 1922 ; C. Cranz, Lehrbuch der 
Ballistik, Berlin, 2. 166, 1926 ; 3. 186, 1927 ; W. Crozier, Report of the Chief of the Bureau of 
()rdnanc.e, Washington, 1913 ; E. Demenge, Rev. Gin. Sciences, 29. 679, 1918 ; F. A. Fahrenwald, 
Trans. Canada Inst. Min. Met., 24. 196, 1921 ; H. Fay, Army Ordnance, 6. 798, 1925; Joum. 
U.S. ArtilUry, 47. 392, 1927 ; M. Graziani, Riv. Artigl. Ctnio, 46. 404, 1928; R. H. Greaves, 
M. H. Abram and S. H. Rees, Joum. Iron Stesl Inst., 119. i, 113, 1929 ; J. Haiiny, Stahl Eisen, 
41. 1298, 1921 ; H. M. Howe, Trans. Amer. Inst. Min. Eng., 68. 513, 1918 ; H. G. Howorth, Rep. 
Wooltmch Research Dept. R.D., 11, 1910; W. J. Huff, Joum. Ind. Eng. Chem., 12. 862, 1920; 
Tech. Paper U.S. Bur. Mines, 188, 1922; H. Hugoniot and H. S^bert, Mem. Artd. Marine, 
10. 87, 1882; H. J. Jones, Eng., 111. 294, 317, 380, 399, 1911 ; Joum. Roy. ArtUlery, 46. 173, 
1920; W. Klever, Zeit. Schiess. Sprengstoff., 2. 431, 1907 ; A. Lanfroy, Mini. Artil. Frangaise, 
18. 173, 1885; H. H. Lester, Trans. Amer. Soc. Steel Trying, 16. 1, 1929 ; M. L^tang, Mim. 
Artil. Franqaist, 1. 1013, 1922 ; D. C. McNair, Army Ordnance, 9. 191, 1928 ; A. Mallock, Report 
to Ordnance Committee, Woolwich, 1906; A, Noble, Artillery and Explosives, Ix)ndon, 603, 366, 
1906; M. Okoohi, Joum. Coll. Engg. Tokyo Unir., 9. 239, 1919 ; F. Osmond, Mim, Poudres 
SaUpHres, 11. 211, 1901 ; H. P^loux, Joum. U.S. Artillery, 41. 344, 1914 ; Rev. Artil., 88. 376, 
1913; E. PianUnida, Mim. ArtU. Frangaise, 2. 1021, 1923; Riv. MarUtima, 66. ir, 1, 1922 ; 
W. C. Roberts-Austen, Joum. Iron Steel Inst., 54. ii, 236,1898 ; E, B. D. Secondo, Riv. MarUtima, 
60. iv, 603, 1925 ; P. Siwy, DingleFs Joum., 822. 197, 1907 ; ZeU. Schiess. Sprengstog.,Z. 42, 66, 
1908 ; W. W. de Sveshnikoff, Tech. Paper U.S. Bur. Standards, 191, 1921 ; Army Ordnance, 6. 
794, 1926; D. K. Tsohemoff, Proc. Internat, Assoc. Testing Materxals, A, 121, 1912 ; JRer. MH., 
12. 874, 1916 ; T. G. TuUoch, Wear in Big Guns, Woolwich, 1921; L. Vasseur, Rev. Artil., 71. 
107. 1907; P. Vieille, Mim. Poudres SaltpHres, 11. 157, 1901; H. E. WTieeler, Trans. Amer. 
Inst. Min. Eng., 67. 257,1920 ; Army Ordnance, 6.800,1926 ; H. E. YameU, Joum. U.S. ArtUlery, 
34. 181, 192, 1910; Journ. Amer. Soc.. Naval Eng., 28. 334, 361, 1910; A. G. Zimmermann, 
Army Ordnance, 5. 801, 1926. 



492 


INORGANIC! AND THEORETICAL CHEMISTRY 


A. W. Carpenter, Proc. Amer. Soc. Testing Materials, 11. 622, 1911; Eng. News, 66. 156, 
1911; A. Danzer-lscher, Schweiz. Bauztg,, 69. 195, 212, 1912; En-g. News, 68. 64, 1912; 
H. B. Dixoij, Journ. Gas Lighthig, 87. 704, 1881 ; U. R. Kvans, Journ. Soc. Chem. Ind. — Chem. 
Jnd., 48. 506, 1924 ; \V. H. Hatfield, Joum. Iron Steel Inst,, 115. i, 483, 1927 ; H. F. Johnstone, 
T'he Corrosion of Power Plant Equipment by Flue Gases, Illinois, 1931 ; Bull. Eng. Univ. Illinois, 
228, 1931 ; L. Losana, Ind. Chimica, 5. 288, 565, 1930 ; 6. 11, 1931 ; J, Parker, Gas Journ., 178. 
361, 1927 ; P. Siedler, Bauch Staub., 10. 43, 1920; J. E. Stead, Journ. Iron Steel Inst., 94. ii, 
294, 1916 ; O. W. Storey, Trans. Ayner. Electrocheyn. Stye., 89. 175, 1921 ; A. de Waele, Analyst, 
40. 146, 1915 ; F. L. Wolf and L. A. Mcisso, Proc. Ayner. Soc. Ttsting Materials, 31. ii, 422, 1931 ; 
W. Gumz, Korrosion Mftallschutz, 7. 9, 1932. 

W. Ackerniann, Giesserei Zfg., 27. 26.3, 1930; D. Adamson, Journ. Iron Steel Inst., 14. 

11, 383, 1878 ; F. Andrews, Dingier .s Journ.. 266. 527, 1887 ; T. Andrews, Proc. Fed. Inst. Min. 

Eng,, 1. 191, 1890 ; Proc. In^t. Civil Eng., 82. 281. 1885 ; K. Arndt, Met., 7. 627, 1910 ; 8. 353. 
1911 ; 9. 105, 1912 ; Che?n. Zig., 34. 425, 1078, 1910 ; 38. 682. 1912 ; Gas Wasserfach, 78. 1911 ; 
J. Aston, Iron Ore Trad* Bew, 56. 423, 1915 ; J. A.slon and C. K. Biirgtvss, Electrocheyn. Mit. Ind., 
7.276,403,436,1909; 8.25,1910; 10.647,1912; 7/id. G/n m., 5. 458, 1913 ; Trayis. 

Ayner. Electrocheyn. Setc., 22. 219, 1912 ; .1. H. Baker, Iron Age, 82. 916, 1909 ; P. Bardenhaucr 
and K. L. Zeyen, Mitt. Inst. Forschuyig. 11. 247, 1929 ; F. C. Calvert, Cheyn. News, 23. 98, 1871 ; 
Proc. Manefustey Lit. Phil. S(jc., (2), 10. 98, 1871 ; (3), 5. 104, 1876 ; S. T). Carothers, Deterioration 
of Structures in Sea-water, London, 7, 1925; 1^. J. Cliapman, Mtch. Ey\g., 34. 234, 1914 ; Iron 
Ayt, 89. 1280, 1912 ; J. Collins, Journ. Iron Stetl Inst., 16. ii, 588, 1879 ; A. S. Cushman, Iron 
Age, 77. 207, 1906; 89. 1278, 1912; Tran.^. Ayyicr. Testing Materials, 11. 100, 1911 ; Journ. 
Iron Steel Dist., 79. i, 34, 1909 ; H. Dicgel, Slahl Elsni, 24. 573, 1904 : Verh. IVr. Beford. Geyrerbfi., 
313, 1899; 93, 1903; Cheyn. Zfg., 23. 366, 1899: Pr<yc. Dist. (^inl Eng., 153. 406, 1903; 
(y. M. Enos, Journ. Did. Eyig. Cheyn., 17. 793, 1925; C. K. Evans, The Corrosion of Metals, 
J.*ondon, 1924; Journ. Soc. (^h<yn. Ind., 47. 62, T, 1928; J. Farcjiiharson, Trayis. hist. Naval 
Architects, 23. 143, 1882; R. Fjnkener, Mitt. T(<h. y(r,>^u(hsayist.. 15. 277, 1898; J. D. Ford, 
Journ. Ayyur. Soc. Naval Eng., 16. 529, 19(M ; Iron Sfnl Mag., 10. 34!k 1904 ; A. G. Frazer, 
Journ. Scotland Iron Steel Inst., 14. 82, 1907 ; J. A. N. Friend, Trans. Faraday Soc., 11. 204, 
1915; Journ, Inst. Metals, 39. Ill, 1928; TIk Corrosion of Iron and StiD, London, 269, 1911 ; 
Journ, Iroyi Steel Inst.—Carnegie Mini., 12. lo, 1923; 18. 61, 1929; J. A. N. Friend and 

C. W. Marshall, Jouryi, Iron Sttel Inst., 91. i, 353, 1915 ; K. H. Ciaines, Iron Age, 91. 1358, 1913 ; 

W. P. Gerhard, Journ. Franklin Inst., 187. 99, 1919 ; W. H. (rihson, Iron Coal Tradis Bn\, 50. 
685, 1895 ; R. Girard, Bev. Met., 23. 361, 407, 192<»: Gevte i'lnl, 37. 407, 1925 ; Coynpt. lUyid., 
182. 552, 1925 ; 183. 213, 1926 ; 184. 818, 1927 ; L. E. Gruner, ib.. 96. 195, 1883 ; Mmes, 

(8), 3. 5, 1883; J. T. Haddock, Journ. Ga^'> Lighting, 118. 370, 1912; Journ. So(. Cluni. Did., 
31. 480, 1912 ; K. A. Hadtield, Proc, Inst. CivilEyig., 214. KHi, 1922 ; \V. H. HatHeld, Eng., 184, 
639, 1922 ; (\ist Iron in the Light of Becuit Biscnrch, London, 50, 1928 ; E. Heyn and O. Bauer, 
Mitt. Tech. Versuchsanst., 26. 24, 1908: H. M. Howe, Eng. Miyi. Journ., 70. 188, IIHKI; The 
Metallurgy of Steil, New A'ork, 1, lOI, 1890; Pnw. .Ania. So<. I' f sting Materials, 6. 155, 1906 ; 
H. M. Howe and B. Stougliton, ih., 8. 247, 1908; Jytd. World, 1244. 1908; Eng. Mm. Journ., 
70. 188, 1900; W. E. Hughes, Cheyn. Md. Engg., 29. 536. 1923 ; H. Irvine, Jonyn. Soc. Cheyn. 
Ind., 32. 584, 1913 ; G. Johnstone, Trans. Inst. Eng. ShiphnihUrs SciAlnnd, 45. 71, liH)2 ; 
P. Kdtz.schke, Foundry, 57. 817, 1929; P. Kot/.schke and E. l^jwowarskv, Arch. Eiscnhuttcn- 
u'esen, 2. 33, 1928 ; Stahl Eisen, 48. 1716, 1928 ; Kono.sion Metallschiitz, b. 174, 1929 , B. Kos- 
mann, Stahl Eisen, 13. 149, 1893; O. Krohiike, Gtsnndheits-Ing., 33. 393, 1910; Mtlallrohren 
Did., 1, 1910; Stahl Eisen, 30. 1128, 191(>; Die verschicderie Art der Bostung ivn Guss- und 
Schmiederohren in Wasser, Salzlosungen, uyid Sauren, B<*rhn. 1912; F. Kujadw H‘.ser, Stahl Eisen, 

12. 589, 1892 ; I^angbein-Pfanhauser Werke, Girnian Pat., U.B.P. 212994, 1908 ; W. G. MeMillan, 
Journ. West Scothnui Iron Steel Inst.. 14. 82, PM)7 ; R. ('. M< Wane and H. .1. Carson, Foundry. 43. 
467.1915; R. Mallet, i?.A.299, 1839 ; 241.1840; 1,1843; W Mfirnoti, Proc. Inst. Civil 
Eyig., 162. 213, 1905 ; S. Maximowitseh, Zed. Elektrocheyn., 12. 52, J9('5 ; W. H. Melanoy, Heat 
Treating Forging, 16. 887, 1930; Blast-Furyiace Sied Plant, 18. 1471, 19.30; F. Menne, Stahl 
Eisen, 15. 40, 189,5; M. Meyer, Journ. tech. Oeonoin. ( hem,, 10. 233, 18.31 ; M. Mugdan, Zeit. 
Elektrocheyn., 9.442, 1903 ; (r. Murdoch, Engg. News, 31. 15, 1894 ; J. New man. Metallic Structures, 
Corrosion and Fouling and their Prevention, London, 1896 ; H. Oiio,-Stahl Eistn, 16. 561, 1896 ; 
23. 222, 1903 ; W . Palinaer, Chern. Ztg., 37. 393, 1913 ; W. Parker, Journ. Iron Steel Inst., 19. i, 
39, 1881 ; A. Payen, Ann. Chim. Phys., (2), 63. 405, 18.36 ; D. Phillips, Proc. Inst. Civil Eng,, 65. 
73, 1881 ; Trans. Inst. Marine Eng., 2. 18, 1890 ; H. Pilkington, Journ. West Scejtland Iron Steel 
Inst., 19. 245, 1912 ; H. S. Rawdon, Journ. Ihsearch Bur. Standaids, 2. 431, 1929 ; E. L. Rhead, 
Journ. Manchester Coll. Tech., 12. 41, 1926 ; W. 1). Richard.son, Chem. Met. Engg., 23. 243, 1920 ; 
M. Rudeloff, Stahl Eisen, 23. 384, 1902 ; Mitt. Tech. Versuchsanst., 18. 107, IIKK); 20. 83, 1902 ; 
A. Schleicher, Met., 6. 182, 201, 1908 ; A. Sehleicher and G. Sc hultz, Stahl Eisen, 28. 50. 1908; 
M. S<;hromrn, ih., 12. 589, 1892 ; G. Schumann, Iron Age, 81. 52t), 1908 ; J. Scott, Bailuxiy Eng., 
36. 329, 1015 ; G. J. Snelus, Jovm. Iron Sled Inst., 19. i, 66, 1881 ; I). Spataro, L'Didnstria, 7. 
458, 469, 1893; F. N. Speller, Engg. News, 60. 497, 1908; Iron Age, 75. 741. 166, 188, 1905; 

D. M. Strickland, Journ. Ind. Eng. Chern., 15. 566, 192.3; X. Thompson. Iron Age, 81. 434, 
1908 ; W. Thompson, Journ. Soc. Chern. Did., 13. 118, 1894 ; Ii. H. ThwaiW, Journ. Iron Steel 
Inst., 17. ii, 667, 1880 ; M. Uellenhof, Bautcchnik, 7. 338, 1929 ; W. H. Walker, Journ. Ind. Eng. 
Chem., 4. 486, 1912 ; Journ. Soc. Chem. Did., 32. 584, 1913 ; (C C. and M. C. Whipple, Trans. 



IRON 


493 


Amer, Klecirochem. iSV., 22. 159, 1912; W. G. Whitman and E. E. Chappell, Journ. Ind. Eng. 
Chem., 18. 533, 1926 ; K. H. Williams, Iron Agr, 47. 1109, 1891 ; H. Wolbling, Fcrmn?, 10. 161, 
1913 ; J. H. Woolson, E?ig. News, 64. 630, 1911. 

G. Dillner, Tek. Tids., 87. 191, 1907 ; J. A. N. Friend and C. W. Marshall, Journ. Iron 
Steel Inst., 89. i, 503, 1914 ; J. A. N. Friend, Journ. Iron Steel Inst.—(Jaryiegie Mem., 12. 10, 
1923 ; Trans. Faraday Soc., 11. 204, 1916 ; L. Aitchison, ib., 11. 212, 1915 ; Journ. Iron Steel 
Inst., 98. i, 77, 1916 ; R. A. Hadfield and J. A. N. Friend, ib., 93. i, 48, 1916 ; E. Piwowarsky, 
Hochwertiger Graugusa, Berlin, 205, 1929 ; H. Baumeister, Schiffbau, 28. 563, 1927 ; R. Girard, 
Chim. Ind., 21. 354, 1929 ; H. Endo, Science Hep. TShoku Univ., 17. 1245, 1265' 1928 ; O. Bauer 
and E. Wetzel, Mitt. Materialprilfungsamt, 38. 1, 1915; 0. Bauer and 0. Vogel, ih., 36. 142, 
1918 ; 0. Bauer, ib., 33, 395,1915 ; Stahl Eisen, 32. 283, 1912 ; E. Heyn and O. Bauer, ib., 26. 2, 
1908; 28. 62, 1910; H. Otto, ib., 16. 561, 1896; Journ. Iron Steel Inst., 79. i, 109, 1909; 
A. Ivedebur, ih., 13. i. 15, 1878 ; W. Parker, ib., 19. i, 39, 1881 ; C. Chappell, ih., 85. i, 270, 1912 ; 

V. F. Burgess, Trau^. Am<r. Klertrorhem. Soc., 8. 165, 1905; 13. 17, 1908; 22. 241, 1912 ; 
(!. F. Burgess and S. G. Engle, ih., 9. 199, 1906 ; A. S. Cushman, i()., 22. 252, 1912 ; Pror. Amer. 
Soc. T(sting Materials, 7. 211, 1907; ('hm. News, 99. 8, 14, 1907; M. Riid<4f)lf, Mitt. tech. 
Vei'^uchanst., 20. 83, 1902; Stahl Eisen, 22. .384, 1922; G. I), Bongough, J. M. Stuart and 
A. B. Lee, 7Vr//. Puhl. .\mer. Just. Miyi. Eng., 177, 1929 ; C. Chapjx*!! and F. Hodson, B.A. Hep., 
.766, 1910 ; C. K. Evans and H. T. M. Haines, JoMr//. Soc.(him. hid.,A6. 347, .3ti3, 1927 ; A. Sang, 
Proc. Eng. Sttc. Il'rw/ Penut/slvnnia, 24. 2.58, 1909 ; H. M. Howe, Mineral Ind., 4. 429, 1896 ; Eng. 
Mag., 31. 750, 1906; Iron Age, 77. 2047, 20.56, 1906; Trans. Arner. Soc. Testing Materials, 6. 
15S, 190t»; (L M. Enos, Journ, Ind. Eng. (hem., 17. 79.3, 1925; W. E. Hughes, ('hem. Met. 
Engg., 29. .536, 1923; .1. 0. Arnold, B.A. Hep.. 83, 1911 ; L. Losana and G. Reggiani, Notiz. 
(him. Jnd.. 3. 346, 1928 ; H. E. Armstrong, Seienre ]*rogress, 8. 82, 1913 ; B. Lamlart, Jmirn. 
(h(m. Soc.. 101. 2056, 1912 ; 107. 218, 1915; B. Lambert and J. (’. Thomson, ib., 97. 2426, 
1910 ; W Duffek, Korrosion M<tallschutz, 2. 185, 1926; K. Daeves, Stahl Eisen, 51. 1397, 1931 ; 

N. S. Kurnakoff and A. N. Asehnasaroff, Zicit. anorg. (hem,, 125. 18.5, 1922 ; T. Matsushita and 
K. Naga.sawa, Kinzoku-na-Kenkyu, 3. 92, 1927; Journ. Iron Steel Inst., 116. ii, 311, 1927; 

W. Schreek, Giesstrei Ztg., 25. 674, 1928 ; P. Kdtzschke and E. Piwowar.Hk^% Arch. Eisenhhtien- 
wfsen, 2. 333, 1928; P. Kotzschke, Foundry, 57. 817, 839, 863, 1929; P. Bardeiihauer and 
K. L. Z(\Ven, Giesstrei, 16. 1041, 1929; Mitt. Inst. Eisenforsehung Dusseliorf, 11. 247, 1929; 

O. Krdhnke, Veber das Verh/ilicn wn Guss- und Schmtederohren m Salzlosungcn und 

Saurtn, Miinehcn, 1911 ; Gesundheitsing., 33. 393, 1910 ; W. 1). Richardson, Trans, Amer, Inst. 
Ghern. Eng., 13. 169, 265, 1921 ; 1). J. llemorest, ( hem. Mti. Eng., 33. 633, 1926; G. P. Fuller, 
Trans, .irner. Electrochem. Soc.. 50. 189, 1926 ; G. Delbart, (\)mpt. Hend., 180. 1942, 1925 ; 181. 
786, 1925. 

T, Andrews, Proc. Inst, ('iril Eng., 118. 356, 1894; R. A. Hadfield, i6., 214. 89, 1922; 

V. Duffek, Korrosion MctaUschutz, 2. 152, 1926; (>. Bauer, Mitt. MaUrialpruJungsami, 395, 
1915 ; E. Heyn and 0. Bauer, ib., 26. 2, 1908 ; 28. 62, 1910 ; Journ. Iron Steel Inst., 79. i, 109, 
1909; P. Breuil, ih., 74. ii, 60, HK)7 ; T. H. Turner and J. 1). Jevons, ib.. 111. i, 168, 1925; 

W. Spring, Hec. Trav. (him. Pays-Bas, 23. 7, 1904 ; l\ R. Evans, Journ. Oil Colour (hem. Assoc., 
6. 155, 1923 ; The Corrosion nf Metals, London, 102, 1926 ; C. Bams, Bull. C.S. Geol. Sur., 94, 
1892; W. H. Walker. Proc. Anar. Slh'. Testing Materials, Y. 230, ltK)7 ; W. H. Walker and 
C, Dill, Trans. Amer. Electrochem. Sts'., 11. 153, HH)7 ; G. P. Fuller, ib., 50. 189, 1926 ; C. Ham- 
hueehen. Bull. Eng. ]\'iset>nsin Cniv., 8, HMH); Electrochem. Met. Ind.. 5. 270. 1907; 
T. W. Riehanls and G. K. Behr, Zeit. phys. (hem., 68. 301, 191)7 ; The Eleetrennotivc Force of 
Iron under Varying ( \mditions and the Effects of Occluded Hydrogen, Washington, 1906 ; C. F. Bur¬ 
gess, Trans, yimer. Eltctrochem. Stw., 13. 17. 1908 ; 22. 241, 1912 ; H. Endo, Science Hep, Tohoku 
Cnit'., 17. 1265, 1928 ; M. F. Cloup, Her. Mci., 7. t>05, 1910; G. Tamraann, Nochr, Gott., 351, 
1918 ; J. .\. N. Friend, lit ixyrt on the Injtuencc of Strain on the Corrodtbihty of Iron and Steel, 
London, 58, 1923; Journ. Iron Steel Inst., tii. 103, 1922; 117. i, 639, 1928; Journ. Iron Steel 
Inst, -Carnegu Mem., 11, 103, 1922; A. Portevin, Compt. Hend., 182. 523, 1926; B. Garre, 
Zeit. anorg. (^hem., 161. 305, 1927 ; d. H, Whiteley and A. F. Hallimond, Jmirn. iron Steel Inst .— 
Carnegie Mem., 9. 1, 1918 ; 14. 163, 1926 ; D. J. McAdam, Froc. Amer. Sor. Testing Mai-erials, 
23. ii. 56, 1923 ; 24. ii, 454, 1924 ; 26. ii, 224, 1926 ; 27. ii, 102, 1927 ; 28. ii, 117, 1928 ; 29. 
ii, 1, 1929 ; 30.ii, 411. 1930 ; (%m. Met. Engg. ,21b. 1081, 1921 ; Trans. Amer. Soc. Stetl Treating, 
11. 355, 1927 ; Ttch. Puhl. Amer. Inst. Mtn. Eng,, 28. 1928 ; 175, 1929 ; 329, 1930 ; 417, 1931 ; 
MiUillurgist, 5. 3, 44, 1929 ; Mining Met., 11. 427. 1930 ; Trans. Amer. Soc. Mech. Eng., 51. 45, 
1929 ; A. M. Binnie, Engg., 128. 190. 1929 ; G. H. Deseh. Trans. Faraday Soc., 11. 198, 1916 ; 
17. 17, 1921 ; .A. S. (’ushman, Eng. (\mtr., 44. 64, 1915 ; H. Baucke, Internal. Zeit. Metnlhyg., 4. 
129, 1913; W. P. Jorissen, Chem. Ntws, 111, 65, 1915; K. Jonson, Proc. Amer. Soc. Testing 
Materials, 15. ii, lOl, 1915; R. R. Mwire, ib., 26. ii, 255. 1926; F. N. Spellei^, I. B. McCorkle 
and P. F. Mumma, ih., 28. ii, 159, 1928; 29. ii, 41, 1929; A. P. Hague, Metallurgist, 2. 162, 
1926; G. D. lx*hmann, Erigg.. 122. 807, 1926 ; T. S. Fuller, Tech. Publ. Amer. Inst. Min. Eng., 
172, 1929 ; H. W. G-illet. Metals Alloys, 1. 562, 1930 ; Chappell and F. Hodson, B.A. Hep., 
566, 1910 ; B. P. Haigh, Trans. Inst. (% m. Eng,, 7. 29, 1929 ; N. P. Inglis and G. F. Lake, Trans, 
Faraday Soc., 27. 803, 1931 ; 28. 715, 1932 ; H. J. Gough, Eng., 164. 284, 1932 ; H. J. Gough 
and U. G. Sopwith, Journ. Iron iStctl Inst., 127. i, 301, 1933; G. D. Bengough, J. M. Smith 
and A. R. Lee, Tech. Publ. yimer. Inst. Min. Eng., 177, 1929. 




494 


INORGANIC AND THEOEETICAL CHEMISTRY 


§ 25. The Valency and Atomic Weight of Iron* 

According to H. E. Roscoe and A. Harden,^ J. Dalton’s note-books show that, 
in 1804, he gave 16 (oxygen 7 ) for the at. wt. of iron ; in 1806, he gave 40 ; in 1807, 
50. About this period, on the assumption that the ferric alums are isomorphous 
with those of aluminium, so that the isomorphism rule is applicable, the atomic 
weight of iron calculated from the ratio 2 Fe: Fe 203 , by J. J. Berzelius (1811) was 
54*27 ; by J. L. Gay Lussac, 56*6; by J. Davy, 55*96 ; by G. Magnus, 54*25 ; by 
W. H. Wollaston, 55*2; and by F. Stromeyer, 55*6. The assumption that the 
at. wt. of iron is in the vicinity of 56, and not a multiple or submultiple of this 
number, is in accord with the sp. ht. rule, the isomorphism rule, and the periodic 
law. The position of iron and the elements of tlie same family group in the 
periodic table has been discussed by D. Balareff, E. H. Biichner, G. Oddo, H. Toudt, 
E. Thilo, and R. Vogel. 

Iron is usually either bivalent or tervalent, and A. Laurent and C. Gcrhardt 
distinguished the two forms by using the terms ferromm (Fe -28) and ferricum 
(fe=§ of 28) for the eq. of iron in the ferrous and ferric salts respectively, so 
that the corresponding sulphates were represented (Fe 2 )S 04 and ( 100 ) 804 , re¬ 
spectively. This was discussed by A. Scheurer-Kestner, A. Wurtz, and 
M. d’A. Albuquerque. 

The bivalency of iron is not so well established by the vapour density of ferrous 
chloride, since below 1300° the data agree with the assumption that there is a 
balanced reaction: Fe 2 Cl 4 F^ 2 FeCl 2 ; but mol. wt. determinations in bismuth 
trichloride and in pyridine, according to A. Werner, indicate that the molecule is 
FeCl 2 , so that the associated molecules, Fe 2 Cl 4 , are probably constituted : 


The metal might be octovaleut in the tetra(\iil)on}l, Fe((’ 0 ) 4 , and decavalcnt in the 
pentacarbonyl, Fe(CO) 5 , but it is more probable that the iron is here bivalent, and 
that the bivalent carbonyl radicles are ananged in closed chains- 6. 39, 27. The 
bivalency of the iron in ferrous sulphate is confirmed by its isomorphism with the 
corresponding salts of copper, magnesium, and zinc. The ferrous salts are readily 
oxidized to ferric salts, where the iron is tervalent. M. Traube assumed that the 
atom of iron is bivalent. The tervalemy of the iron in the ferric salts is indicated 
by the vapour density of ferric chloride which w'as found by V. Meyer to agree 
with FeCls at temp, between 750° and 1077° ; below these temp., the formula was 
found by H. St. C. Deville and L. Troost to agree with the formula Fe 2 Cl(^, so that 
there is a region where balanced reactions: Fe 2 Clfl^ 2 FeCl 3 obtain. According 
to P. T. Muller, ferric chloride is unimolecular, FeCls, in pyridine, alcoholic, or 
ethereal soln. G. Urbain and A. Debierne found that a soln. of ferric acetylare- 
tonate in benzene has a mol. wt. in a^eement with Fe(C 5 H 702 ) 3 . The tervalency 
of iron is also confirmed by its replacing aluminium in the alums. Ferrosic oxide 
is regarded as a ferrous ferrite, Fe(Fe 02 ) 2 > where Fe 203 is regarded as an acidic 
anhydride. W. Kiister suggested that the iron in hsBmaglobin is bivalent, but 
W. Manchot said that a tervalent iron atom better explains the facts. The ferrates, 
M 2 Fe 04 , are usually taken to illustrate the sexivalency of iron, and they are regarded 
by J. Beckenkamp, G. Grube and H. Gmelin, F. Haber, and W. Pick as salts of 
the unknown acid anhydride, ferric trioxide, FeOs. M. Traube also said that there 
is a doubled atom, or a sexivalent radicle. The compounds Fe 02 and Fe 205 have 
been discussed by W. Manchot and 0. Wilhelms, and L. Moeser and B. Borck — 
vide infra, D. K. Goralewitsch supposed that in the perferrates, M 2 Fe 05 , the iron 
atom is octovalent. W. C. Bray and M. N, Gorin discussed the possibility of the 
existence of a quadrivalent form of iron. 
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W. Mauchot and co-workers assumed that the iron in Roussin’s red and black 
salts -S. 49, 35—is present in a univalent state; the same hypothesis had been 
previously suggested by 1. Bellucci and P. de Cesaris. On the other hand, L. Cambi 
and co-workers, and H. Reihlen and co-workers maintain that the iron atom is 
here not univalent, but that these salts can be regarded as h 3 rponitrite 8 of tervalent 
iron. E. Drechsel, S. H. Emmens, and W. G. Brown have tried to make iron 
quadrivalent in ferrosic oxide, and indeed in the other oxides; and W. C. Bray 
and M. H, Gorin explained some reactions— e.g. the oxidation of ferrous salts by 
hydrogen dioxide, and the reduction of ferric salts by stannous chloride—on the 
assumption that quadrivalent iron is formed as an intermediate compound. The 
work of L. Wohler and co-workers on the equilibrium relations of the oxides with 
hydrogen is in agreement with the bi- and ter-valency of iron in these oxides. The 
vapour density of ferric chloride under certain conditions appears to support the 
quadrivalent hypothesis for the doubled molecule Cl 3 Fe-FeCl 3 ; but the doubling 
of the molecule is attributed by R. F. Weinland and co-workers, and P. Pfeiffer to 
the effect of the auxiliary valences of the halides : 

Fe^Cl=Cl-7Fe 

€l=Cl 


According to A. Werner, the CO-ordination number of iron is 6, as in the complex 
salts M 3 [FeCl 3 ], MsITeCyg], etc., but F. W. Hinrichsen and E. Sachsel added that 
this hypothesis does not explain the existence of salts of the type FeCl 3 . 3 CsCl.H 2 O. 

G. F. Hlittig is in favour of A. Werner's assumption; and H. Lessheim and 
co-workers added that in Fe^^-compounds the co-ordination number is 4 or 6 ; 
in Fe”'-coinpounds, 6 ; and in the Fe'"^-compounds, 4. F. Ephraim and E. Rosen¬ 
berg, and P. Pfeiffer added that in some compounds, [Fe''^(NH 3 )gl[O.CO.CgH 5 ] 2 , 
the co-ordination number is 8; R. F. Weinland and co-workers, and P. Pfeiffer 
consider that in some complex salts— e.g, M[Fe°^(H 20 )i 2 (S 04 ) 2 ], and LFe”(H 20 )i 2 ]- 
fHi 2 Cl 7 ] 2 - the co-ordination number is 12. F. Holzl, and P. Pfeiffer studied this 
subject. 

H. Weden discussed the complex salts of iron with various organic com- 
ixnmds. P. Ray investigated the conditions of stability of the co-ordination 
coinpounds. E. Hartley, and W. Thomas obtained an optically active potassium 
ferric oxalate, K 3 [Fe(C 204 ) 3 ]. 3 H 20 , etc.; and F. Blau, and A. Werner, optically 
active complexes of ferrous bromide, iodide and tartrate with tri-a-dipyridyl 
ferrous bromide, iodide, and tartrate, e.g, [Fe(Dipyr)3]Br2.6H20, etc. The subject 
was discussed by T. M. Lowry. 

E. Donath and J. Mayrhofer studied the relation between the athnity and density 
of the elements ; T. Bay ley, the aflffoity of the elements Cu, Fe, Co, Ni for oxygen as 
shown by the colour of the compounds ; F. Ephraim, W. Biltz, and A. Werner, the 
relation between the affinity and the temp, of decomposition of the amniines from 
which it is inferred that the affinity of ammonia for the central atom is in the 
order Ni>Co>Fe>Mn>Cu>Cd>Zn>Mg; and H. Moissan, and M. Berthelot, 
the relation between the affinity and heat of formation from which it is inferred 
that the order is Or, Mn, Fe, Co, Ni. 

A review of the early observations on the at. wt. of iron was made by A. C. Oude- 
mans. T. Thomson made a study of the subject in 1821. In addition to 
the analyses indicated above, based on determinations of the composition of ferric 
oxide, some later observations were made on the oxidation of iron, 2Fe: Fe 203 ; 
thus, J. J. Berzelius (1844) obtained 56 05; L. F. Svanberg and E. C. Norlin, 
55*83; and E. J. Maumen^, 56*00; while other observations were based on the 
reduction of ferric oxide in hydrogen to give the ratio Fe 203 : 2Fe. Thus, 

H. W. F. Wackenroder obtained 55*97 ; L. F. Svanberg and E. C. Norlin, 56*09 ; 
0. L. Erdmann and R. F. Marchand, 56*03; and L. E. Rivot, 54*25. J. Torrey 
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obtained 55*777 for the at. wt. calculated from the eq. of iron obtained by measuring 
the volume of hydrogen evolved when the metal is dissolved in an acid. 

J. B. A. Dumas analyzed ferrous and ferric chlorides, and obtained from the ratio 
FeCl 2 ! 2Ag, 56*09 ; and from the ratio FeCl 3 : 3Ag, 56*23. V. Winkler also titrated 
a soln. of iodine in potassium iodide before and after iron had been dissolved therein. 
The value of the ratio Jo : Fe so obtained corresponds with the at. wt., 56*21. 

O. Honigschmid and co-workers obtained from the ratio FeClj^ : 3Ag, 55*852, and 
from the ratio FeClg : 3AgCl, 55*854. 

The reduction of ferric oxide by hydrogen was examined by T. W. Richards and 
G. P. Baxter, and found to be affected by several errors which, when eliminated, 
gave for the ratio Feo 03 : 2Fe, an at. wt., 55*887 ; while G. P. Baxter and 
(\ R. Hoover's observations w*ith the same n'action gave 55-847. The results were 
discusvsed ])y R. Ruer and J. Kuschmann. There is a doubt as to the stability of 
the ferric oxide between 105(P and IKK) , since 5 grins., previously heated to 
constant weight in oxygen, lost 0*2 mgrm. wdien ignited in air. They assumed that 
the higher weight was due to adsorbed oxygen, wliereas the observations 
of R. B. Sosman and J. C. Hostetter showed that the higher value was more 
probably correct since the lower value is due to a slight dissociation of ferric 
oxide into ferrosic oxide and oxygen. This reduces the value 55*847 to 55*840. 
G. P. Baxter calculated from the ratio FeBr^ : 2AgBr, 55-833 ; and from the ratio 
FeBco : 2Ag, 55*842. The early calculations give higher values because a 
different value was taken for the at. wt. of silver. G. P. Baxter, T. Thorv’aldson 
and V. Gobi) obtained for P>Br 2 : 2Ag, 55-838; and for FeBro ; 2AgBr, 55 838 
using terrestrial iron; and with meteoritic iron, (J. B. Baxter and T. Thorvaldson 
obtained respectively 55*837 and 55*836 by rejecting two results of doubtful 
value. A. Bilecki discussed the at. w*t. of inui. F. W. ('larke calculated for the 
best repre.sentative value for the at. wi. of iron, 55*880 ; while the International 
Table for 1931 gave 55*84. G. D. Hindrichs, and M. Gerber discussed some 
relations of the at. wts. 

The atomic number of iron is 26. F. Sanford ^ discussed the relation betw'een 
the at. number, at, charge, and the physical and chemical properties of the element ; 
A. F. Scott, the relation between the at. number and the pro])erties of the ions in 
the cry.stal Iatti(*e ; P. Vinasse, the molecular numfiers ; and J. I), de Barros, 
the nuclear numbers. F. W. Aston observed isotopes corresponding with at. wts. 
56 and 54, the ratio of the two being approximately as 20: 1 when estimated 
from the intensities of the lines. Tin* subject was also discussed by \V. 1). Harkins, 
and F. H. Lorong. The atomic disruption of the atom by bombardment with the 
a-partieles was observed by G. Kirseh, H. Betterson and (i. Kirsch, R. Holoubek, 
(L Stetter, W. Bothe and H. Franz, A. Wegerieh, J. 1). Gockcroft and K. T. S. Walton, 
and H. Bo.sc ; but not by E. Rutherford and J. Chadw*ick, or (’. Bawlow'sky. 
R. A. Millikan and G. H. Cameron di.scu.ssed the jio.ssible synthesis of iron by tlie 
action of cosmic rays. The electronic structure, according to N. Bohr, is (2) for 
the K-shell; (2, 2, 4) for the L-.shell; (2, 2, 4, 3, 3) for the M-shell; (2) for the 
N-shell; and W. Gerlach suggested that of the 26 electrons there are 2 in the 
N-shell ; 14 in tht; M-shell; 8 in the L-shell, and 2 in the K-sliell. The subject 
was discussed by N. Akuloff, H. S. Allen, A. E. van Arkel and J. H. de Boer, 
8. J. Barnett, M. de Broglie, B. Cabrera, A. H. Compton and O. Rognley, 

K. T. Compton* and E. A. Trousdale, P. D. Foote, W. Gerlach, E. 11. Hall, 
W. D. Harkins, A. W. Hull, L. C. Jackson, M. Kirmira, H. Lessheim and co-workers, 

G. A. Lindsay and H, R. Voorhees, J. C. McLennan and co-workers, R. A. Millikan 
and G. H. Cameron, J. W. Nicholson, C. I). Niven, If. Berlitz, H. Eyring and 
A, Sherman, G. I. Pokrowsky, P. Ray, W. H. Rothery, K. Samuel and E. Markowicz, 

H. Shoji, J. D. M. Smith, J. C. Stearns, E. C. Stoner, R. Swinne, F. Wachter, 

P. Weiss, L. A. Welo, T. D. Yenson, and L. Zehnder. A. T. Williams discussed 
the relation between the valency and spectral multiplets ; Vinasse, the relation 
between the electron arrangements and the fusibility ; K. Swinne, the ferro- 
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magnetism; D, Jones,the allotropic transformations ; J. Beckenkanip,the variable 
valency ; and G. I. Pokrowsky, the synthesis of iron. 

tT. N. Lockyer, and J. Parry inferred that the evolution of hydrogen from iron when it is 
heated in vacuo indicates that iron is not an element, but a compound of hydrogen which 
dissociates under these conditions. The inference is ill-founded. 
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§ 26. The Passivity of Iron. 

Ferrum poculiarem monstrat indolein. Lamina polita hujus motalli, mallas egregie 
obedientifi, argenti soliitioiii immersa jier pliires hebdoinadas mullo visibili inodo inutabatiir. 

T. Bergman. 

Towards the end of the eighteenth century, T. Bergman,^ in liis essay, Be 
diverm phlogisti quantitate in nielallis, observed that when a piece of iron is immersed 
in a soln. of silver in nitric acid, no vi.sible change occurs although the affinity of 
iron for the acids in general is known to be much stronger than that of silver. Even 
with regard to nitric acid, other exjieriments evince the superior affinity of iron, 
for, as iron precipitates copper from this acid, and copper precipitates silver, we 
must infer the greater affinity of iron than of silver. In some cases, however, 
instances of precipitation occurred, which he attributed to the peculiar quality of 
the varieties of iron which he then employed. Observations similar to those by 
T. Bergman were made by R. Kirwan in connection with the precipitation of lead 
by iron; and it is not at all improbable that C. F. Wentzel noticed the peculiar 
behaviour of iron during his investigation of the neutralization of acids by the 
metals. In 1790, J. Keir said : 





IRON 


499 


1 digesird a piece of fine silver in pure and pale nitrous [nitric] acid, and while the dis¬ 
solution was going on and before the saturation was completed I poured a portion of the 
solution upon pieces of clean and newly scra{)ed iron wire into a wine-glass and observed 
a sudden and copious precipitation of silver. The precipitate was at first black, then it 
assumed the appearance of silver, and was five to six times larger in diameter than the piece 
of iron wire which it enveloped. The action of the acid on the iron continued some little 
time and then it ceased, the silver rodissolved, the liquor became clear, and the iron remained 
bright and undisturbed in the solution at the bottom of^ the wine-glass, where it continued 
during several weeks without suffering any change or effecting any precipitation of the silver. 

The liquid had not lost its power of acting on fresh iron, although it had ceased 
to act on the piece already exposed to it, so that the change was in the iron, and not 
in the liquid. Once the iron has acquired the state where it no longer precipitates 
silver, it will not precipitate that metal from other soln. of silver nitrate. The iron 
is altered in some way without the least diminution of its metallic splendour, 
or change of colour. The alteration, however, is only superficial, as may be supposed, 
for, by scraping off its altered coat, it is again rendered capable of acting on a soln. 
of silver.” The inactive iron was called altered iron, and ordinary iron, fresh iron. 
(\ F. Schonbein’s term passive iron has been generally adopted for the inactive 
iron, J. Keir continued : When the altered iron in a soln. of silver nitrate is touched 
with a piece of fresh iron, it instantly becomes active ; but in a little while the silver 
precipitated on both pieces redissolves leaving both pieces of iron in the passive 
state. The inactive or passive iron does not precipitate copper from a soln. of 
copper nitrate or sulphate. The iron can be converted into the passive state by 
being treated with cone, and red fuming nitric acid. The passive iron gradually 
loses its peculiar property when dried, or when kept in water, but it can be preserved 
in the passive state by being kept in aqua ammonia. W. Beetz found that the 
direction of the current in the partitioned cell with copper and dil. sulphuric acid 
against nitric acid and iron is dependent on whether the iron is active or passive. 
E. Liebreich said that, unlike active iron, the reaction Fe“»Fe‘’+20 does not occur, 
or else it is nur unmerklich. E. Becker and H. Hilberg said that the appearance of 
oxygen at the anode of an electrolytic cell indicates that the iron is entering into 
the passive state, and the rate of evolution of oxygen indicates whether the metal 
is wholly or partially passive when measured in terms of Faraday's law. M. le Blanc, 
indeed, considers iron to be in the passive state when it exliibits chemical polariza¬ 
tion in a cell even when the anode liquor contains chlorides, etc., in place of oxidizing 
agents. F. Tddt said that passive iron gives no current when it is associated in a 
cell with one of the noble metals ; and R. Kremann and R. Muller considered iron 
becomes passive when it does not react chemically under conditions where, from its 
behaviour in the active state, the existence of a driving force for the reaction would 
be assumed. 

J. B. Senderens stated that iron is to be regarded as passive when it remains 
unattacked in dil. nitric acid, but there are degrees of passivity short of complete 
inertness. Consequently, for the purposes of a definition, some writers have 
postulated arbitrary conditions. C. F. Schonbein considered that iron is passive 
when it is not visibly attacked by acid of sp. gr. R35, and no bubbles of gas escape 
at room temp. An acid of this concentration will itself induce passivity, and 
accordingly, H. L. Heathcote recommended the use of nitric acid of sp. gr. 1-2, 
between 15° and 17°, as a test for passivity. An acid of this concentration shows no 
tendency to passivate iron, and it activates passive iron but very slowly—about 
24 hrs. A rod of iron is supposed to be passive when, after immersion in the acid 
of sp. gr. 1*2, shaking, and then holding motionless, it shows no sign of chemical 
action on its surface. W. A. Hollis said that iron is passive if it can be placed in 
fuming nitric acid for 10 seconds, at room temp., without visible attack. 
W. R. Dunstan and co-workers found that active iron at once begins to deposit 
copper from a 0*5 per cent. soln. of copper sulphate, but passive iron will remain 
for hours bright and unaffected. Also, active iron usually shows signs of corrosion 
in distilled water in 8 to 10 mins., whereas passive iron will remain bright for hours. 
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h\ Flade recommended the electrical potential test of passivating caused by anodic 
polarization, since passive iron has a lower potential than active iron. 

F. Forster distinguished between what he called chemical and mechanical ^passivity 

according as the reaction is retarded by the inactivity of the metal, or retarded 
by a protective film on the metal. W. Kistiakowsky said that the iron is super- 
active when it is polarized in alkaline soln. and behaves like platinum charged with 
hydrogen, H2^2H'+20, and the electrode potential is 0*9 to —0*5 volt ; 

active, when the surface of the metal is clean, Fe-->Fe”+2 0, and —0-5 to~0*4 

volt; subactive, when there is a film with large pores on the metal, there are local 
currents, and 0*4 to —0*2 volt; subpassive, when there is a film with fine 

pores on the mejal, there are local currents, and 0*2 to +0*2 volt; and 

passive when the film on the metal is continuous, and to -] 0*9 volt. 

The inertness of iron in cone, nitric acid had been noted before J. Keir’s observa¬ 
tions in 1790, by C. F. Wenzel in 1782, by T. Bergman in 1783, and by R. Kirwan 
in 1787, yet J. Keir can be regarded as the discoverer of the passivity of iron. 
The phenomenon, however, must have been waiting for the appropriate why ? ” 
from the time the behaviour of iron in dil. and cone, nitric acids was compared. 

H. L. Heathcote observed tliat the inertness of passive iron is true only so far as 
the sense of sight is concerned ; passive iron is not wholly inactive, but it is the seat 
of a multitude of elianges. E. L. Nichols and W. S. Franklin also showed that the 
passive metal is not absolutely insoluble in the acid, but the rate of dissolution is 
extremely slow. If an iron rod be allowed to stand for a considerable time in fuming 
nitric acid, green crystals of iron nitrate are formed, and, according to H. Gautier 
and G. Charpy, traces of ammonia and nitrogen peroxide are simultaneously 
evolved— vide supra, the action of nitric acid on iron. C. E. W. Belck, H. Gautier 
and G. Charpy, H. L. Heathcote, A. J. Maass, E. L. Nichols and W. S. Franklin, 

E. Ramann, A. Renard, A. Scheurer-Kestner, and L. Varenne also observed that 
some passivated iron dissolves in the acid. H. Gautier and G. Charpy found that 
for sami)les of iron with a given sectional area, the percentage amounts dissolved 
per 24 hrs. after 2 and 10 days’ exposure to nitric acid were : 

Sp. gr. of nitric acid . 1*28 1’34 1-38 1*48 1-58 

, , j in 2 days . . 0 82 0*75 0*29 0-34 5-80 per rent. 

I m 10 days . . 0-51) 0-45 0-2o 0-33 f>-75 

Z. C. MutaftschiefE observed with reduced iron after 

Time .... 10 120 300 000 900 1443 mins. 

. . ,|sp. gr. 1*39 . O OOOOo 0 0015 0 0035 0 00G5 0*0090 0*0100 

l.ossinaci(t|^^^ ^^ J.^2 . 0*00000 0*0014 0*0035 0*0050 0*0093 0*0100 

G. Wetzlar first studied the electrochemical properties of passive iron, and 
said that iron in the passive state occupies a different position in the electrochemical 
series from what it docs in the natural state, and he recognized different degrees of 
passivity between the active and the inert metal. G. T. Fechner gave for fuming 
nitric acid the electrochemical series d-Pt, An, Fe, Ag, Cu, Bi, Sb— ; and for dil. 
nitric acid, A. de la Rive gave +Ag, Cu, Fe (passive), Fe, Pb, Hg, Sn, Zn , and with 
cone nitric acid, -f Fe (passive), Ag, Hg, Pb, Cu, Fe, Zn, Sn —. The electrochemical 
relations of passive iron to platinum were also discussed by H. Buff, J. F. Daniell, 
M. Faraday, F. Sanford, and C. F. Schonbein vide infra. 

The passivity of iron has been discussed by E. Baars and co-workers, E. Becker and 
H. Hilberg, C. Benedicks and P. Sederholm, G. D. Bengough and O. F. Hudson, M.Bickor- 
mann, M. Le Blanc, K. Bornemann, L. Brunet, H. Eggert, F. Eisenkolb, U. R. Evans, 

F. Flade, F. Flade and H. Koch, F. FOrster, F. FOrster and A. Piquet, A. Fourgeaud, 
W. Frese, H. Freundlich and co-wo^kors, A. Giinthor-Schulze, J. A. N. Friend, T. Fujihara, 
H. Gerding and A. Karssen, J. Gillis, G. G jbe and co-workers, F. Haber and co-workers, 
W. A. Hollis, W. Hughes, N. A. Izgarischeff, W. Kistiakowsky, V. Kohlschiitter and 
H. Schacht, P. Krassa, B. Lambert, S. C. Langdon, A. Lob, W. Manehot, L. McCulloch, 
M. Martens, F. J. Micheli, E. Muller and F. Spitzer, H. W. Moseley, W. J. Muller, 

G. Patscheke, R. Phillips, D. Reichinstein, E. K. Rideal, H. Rohmann, W. Rollmann, 
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W. Rothmund, A. S. Russell, G. C. Schmidt, E. P. Schoch, G. Senter, S. E. Sheppard, 
R. Swinne, G. Tammann, T. G. Thompson, F. T5dt, W. H. J. Vernon, E. Yamazaki, etc. 

When an iron rod is immersed in nitric acid of sp. gr. 1-35, the metal is vigorously 
attacked for a few seconds ; the rate of evolution of gas then slackens ; and finally, 
to all appearances, ceases. The passivation of iron by cone, nitric acid was observed 
by W. Beetz, H. Braconnot, H. Buff, H. L. Heathcote, J. F. W. Herschel, J. Keir, 
R. Kirwan, A. Mousson, E. Ramann, C. F. Schonbein, and L. Varenne ; and by 
fuming nitric acid, by G. T. Fechner, J. Keir, G. S. Ohm, J. M. Ordway, and 
L. Varenne. According to T. Andrews, the more concentrated the acid, the shorter 
the period of activity, so that in fuming nitric acid there is virtually no evolution 
of gas, and the iron does not appear to be attacked any more. G. T. Fechner, 
and A. de la Rive observed that the passivation is dependent on the concentration 
of the acid ; and, as shown by A. Renard, it is favoured by lowering the temp. 
Thus, J. F. W. Herschel found that no passivation occurs with boiling acid of sp. gr. 
1*399 ; M. Martens observed no passivation at ordinary temp, with an acid of 
sp. gr. 1*34 ; and N. A. E. Millon, that nitric acid with 4 or 4*5 mols. of water 
passivates the metal at ordinary temp., but not when warmed ; 11. M. Noad showed 
that a rod which has been made passive in cone, acid remains passive when trans¬ 
ferred to dil. acid of sp. gr. 1*204, although dil. acid gradually destroys the passi/e 
state and the metal then dissolves freely in the acid. II. L. Heathcote, and 
U. R. Evans found that at room temp., the metal is passive in an acid of sp. gr. 
1 *40, and active in acid of sp. gr. 1*20 ; S. W. Young and E. M. Hogg found that at 
room temp, iron can be passivated by an acid of sp. gr. 1*250 or upward but not so 
at 0 *^. H. Gautier and G. Charpy observed that the metal is active at 15° in 
an acid of sp. gr. 1 * 21 , and at 60° in an acid of sp. gr. 1*38 ; and J. M. Ordway 
observed that the passive state, P, and the active state occur at different temp, 
with acids of different sp. gr., thus : 

1-38 1*42 1 42 (fuming) 

31° 32° 55° 56° 82° 83° 

PA PA PA 

According to L. Varenne, if the acid has less than 47 per cent. HNO 3 , passive 
state is not inaugurated. However, even in an acid of that concentration, passivity 
is induced if the rod be lifted out of the acid 
and re-immersed; or if the rod be dropped 
with a shock to the bottom of the containing 
vessel; or touched with a piece of platinum or 
gold wire, or a carbon rod; or made the anode 
of an electric circuit. The curve. Fig. 401, is 
based on the measurements of S. W. Young 
and E. M. Hogg; it shows the rate of dis¬ 
solution of iron in nitric acid of different con- 
(‘entrations when the surface area, the time, 
and the metal are constant. The decrease in 
the rate of dissolution in nitric acid of different 
concentrations takes place in three stages re¬ 
presented in the diagram, Fig. 401, (i) by the 
curve AB, where the speed of the reaction decreases rapidly as the concentration 
of the acid diminishes; (ii) by the curve BC, where the speed of the reaction falls 
abruptly to a very small value ; and (iii) by the curve CD, where there is a very 
slow decrease in the speed of the reaction in the passivating acids. There is thus 
a fairly definite concentration of acid below which the speed of the reaction in¬ 
creases rapidly, this region is called the passive break. The passive break, PC, at 
0 ° occurs in an acid containing between 49*78 and 52*09 grms. HNO 3 per 100 c.c.; 
that is, in an acid of sp. gr. between 1*250 and 1*260. The concentration of the 



Fro. 401.—The Rato of Dissolution 
of Iron in Nitric Acid of Different 
roncentrations at 0°. 
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acid at which the passive break occurs decreases as the temp, rises from 0^ to 10°, 
and thereafter increases; thus : 

0 ° 10 ° 20 ° 100 ° 

Passive(Sp. gr. . . . . 1*26 1*23 1-25 1-30 

breaklGrms. HNO 3 100 c.c. . 52 09 45-82 49*78 61*74 

T. Andrews, and W. A. Hollis also showed that the passive state can be produced 
only below a certain temp, which is a characteristic of each metal. Thus, passive 
iron dipping in nitric acid of sp. gr. 1-42 becomes active at 90°, so that the critical 
temp, with iron is a little below 100°; with nickel, about 72° ; and with cobalt, 
about 10°. E. S. Hedges found that the temp, at which gas appears when passive 
iron is heated wit|i 90 to 100 per cent, nitric acid is independent of the concentration 
of the acid, being between 74*5° and 75-5°. The temp, at which iron goes into 
soln. is: 

Nitric acid . 90 95 98 99 100 jyer cent. HNO 3 

Temperatuix- . 76-0'^ 77-5 83-0*’ 85-0° 86 - 6 ° 

Freshly-ignited ferric oxide does not dissolve appreciably until this temp, is reached. 
This temp, does not correspond with the formation of an allotropic modification 
of iron. According to W. A. Hollis, the critical temp, depends on whether the iron 
is heated with the acid, or whether the iron and acid are heated separately before 
being brought into contact; in the fbrmer case, the critical temp, was 94°, and in the 
latter case 74°, but the actual results are dependent on the degree of purity of the 
iron. Observations on this subject were made by T. Andrews, T. Bergman, 
H. G. Byers, M. Corsepius, E. St. ^Mme, H. L. Heathcote, J. F. W. Herschel, 
J. P. Joule, J. Keir, K. Kirwan, H. G. Byers and A. P. Morgan, J. M. Ordway, 
J. B. Senderens, L. Varenne, and G. Wiedemann. W. Heldt said that finely-divided 
iron does not passivate so readily as compact iron, and T. Andrews found that 
wrought iron when first dipped in the acid may appear more passive than steel, 
but after some hours’ immersion in the acid it becomes less passive ; wrought iron 
is permanently more passive than tungsten steel; hard steels, with their higher 
content of combined carbon, are more pavssive than mild steels. H. M. Noad 
observed that a preliminary washing of the metal with water renders passivation 
more difficult. Stirring the acid was found by C. W. Bennett and W. S. Burnham, 
H. L. Heathcote, E. S. Hedges, W. Kistiakowsky, and P. de Regnon to favour 
passivation. Z. C. Mutaftschieff found that the stirring of nitric acid of sp. gr. 
1*20 for up to 5 hrs. favoured the passivation of iron, but no difference could be 
detected when the acid was stirred for 5 to 24 hrs. 

The presence of nitrous acid or of nitrogen peroxide in the acid was found by 
W. Beetz, M. le Blanc, R. Escales, P. Gunther, W. Heldt, J. F. W. Herschel, 
A. Klemenc, and A. Voigt to retard the passivation, but if ferrous sulphate be 
present, the nitrous oxides are absorbed, end the acid then favours passivation. 
U. R. Evans observed that electrolytic iron is not attacked by nitric acid of sp. gr. 
1*40 when solid potassium nitrite or ferric nitrate is present. The admixture of 
sulphuric acid was found by W. Beetz, M. Boutmy and M. Chateau, and J. F. Daniell 
to favour passivation. F. Fujihara studied the passivation of iron in dil. alcoholic 
soln.; and C. Benedicks and P. Sederholm, in soln. of ethyl alcohol, or other 
organic liquid which reduces tlie degree of ionization of the nitric acid. 

G. S. Ohm, and A. Renard stated that iron is rendered passive when treated 
with nitrous acid or differeni nitrogen oxides; and R. Weber passivated iron by 
contact with fused nitrogen ] -ntoxide at 30°. 

S. W. Young and E. M. Hogg consider it probable that when nitric acid is the 
passivating agent, nitrogen peroxide or trioxide does the actual work because the 
exposing of iron to either of these agents makes the metal passive, while nitric oxide 
does not effect this transformation. Colourless, or the so-called water-white, 
nitric acid does not passivate iron, but the transformation is effected by yellow 
or red acid. The colour indicates that the acid contains higher nitrogen oxides in 
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soln. The passive break occurs when the cone, of the acid is such that the reaction 
develops relatively large amounts of nitrogen peroxide. When nitrogen peroxide 
is bubbled through nitric acid in which iron is normally active, it lias the effect of 
producing passivity ; and a similar result is obtained by the addition of nitrites. 
It is probable that with nitric acid with a cone, lower than that of the passive break, 
nitrogen peroxide is still being developed because the values for the velocity constant 
increase with dilution. There is a slow but continuous dissolution of iron in 
passivating acids no matter how concentrated they are. 

Passivity is developed through the agency of oxidizing reactions. —Acids other than 
nitric acid may passivate iron ; thus, W. Beetz, and A. S. Cushman found that 
chromic acid will do the work; R. Phillips, iodic or chloric acid ; and J. W. Turrentine, 
hydrazoic acid. M. Martens stated that cone, acetic acid will passivate iron, but 
W. Beetz, and W. Rollmann could not confirm this. E. Heyn and 0. Bauer showed 
that soln. of sodium and armmnium acetaten, 1 grm. per litre, will passivate iron. 
The statement of M. Martens that alcohol will passivate iron was opposed by 
W. Beetz, W. Rollmann, and C. F. Schonbein. M. Boutray and M. Chateau, and 

N. A. E. Mi Hon found that arsenious acid will passivate iron ; and W. R. Dunstan 
and J. R. Hill, that a 1 per cent. soln. of sodium arsenate soon passivated iron. 
The inhibiterry action of arsenic films on iron was discussed by E. Heyn and 

O. Bauer—ride sujrra^ the action of sulphuric acid on iron. W. R. Dunstan and 
J. R. Hill, E. Heyn and 0. Bauer, and 6. Grube studied the passivation of iron by 
soln. of potassium ferrocyanide and potassium ferricyanide; A. Finkelstein, 
H. li. Heathcote, C. Fredenhagen, and F. Heyn and 0. Bauer, by soln. of potassium 
cyanide. Iron becomes more or less passive with cone, sulphuric acid, and cast-iron 
vessels are used for storing 90 to 100 per cent. acid. For concentrations below 80 
per cent. H 2 S() 4 , ordinary cast iron is attacked by the acid, and special ferrosilicon 
iron is used for containers. The subject was discussed by H. L. Heathcote, 
J. Meunier, C. E. Fawsitt and A. A. Pain, etc.—ride infra. According to 
Z. C. Mutaftschieff, the prolonged exposure of iron to air reduces its reactivity 
with nitric acid of sp. gr. 1-39 to 1*42. The potential acquired by iron on exposure 
to air was discussed by W. Muthmann and F. Frauenberger, and F. Flade ; and it 
is assumed that the iron acquires a film of an oxide by exposure to air. The same 
assumption was made by tJ. R. Evans,,M. Faraday, H. Freundlich and co-workers, 
F. Haber and F. Goldschmidt, W. Kistiakowsky, R. Mallet, W. Rollmann, G. Tam- 
mann, and G. Wetzlar. A, Renard observed that the heating of an iron rod in the 
flame of a spirit lamp for a few seconds will make the metal passive. The passi¬ 
vation of iron by heating it in air, and the formation of oxide films when iron is 
heated in air or oxygen was discussed by W. Beetz, C. E. W. Belck, M. Boutmy and 
M. C^hateau, H. le Chatelier and B. Bogitch, U. R. Evans and co-workers, M. Fara¬ 
day, A. Finkelstein, E. Grave, W. Hittorff, M. Martens, H. M. Noad, L. Nobili, 
E. Ramann, W. Rollmann, 0. F. Schonbein, and G. Wetzlar. According to 
V. A. L. de Bruyn, the inertness of iron covered with a film of oxide is not related 
to the abrupt change of potential which occurs in the ordinary passivation of 
iron. The subject was discussed by W. R. Dunstan and J. R. Hill, U. R. Evans, 
H. L. Heathcote, I. Langmuir, E. K. Rideal, and C. F. Schonbein. 

G. Wetzlar, W. R. Dunstan and J. R. Hill, M. Martens, and 0. von Hutton 
observed the resistance of iron to attack by soln. of ammonium or potassium 
hydroxides. With low concentrations of alkali-lye, A. Thiel and H. Luckmann 
found that the iron may be attacked in the presence of oxygen. The f)assivity of 
iron in soln. of barium hydroxide was studied by W. R. Dunstan and .F. R. Hill, and 
in soln. of calium hydroxide by E. Heyn and 0. Bauer. According to C. B. W. Belck, 
the resistance of iron to soln. containing sufficient alkali hydroxide has not definitely 
been proved to be due to the passivation of the metal, because W. R. Dunstan and 
J. R. Hill showed that the apparent passive state is not maintained after the metal 
has been washed in water, whereas it is so with iron passivated wdth nitric acid ; 
and M. Mugdan, that with increasing concentration of the alkali-lye, the metal 
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gradually, uot abruptly, passes into what appears to be the passive state, and, at 
the same time, the potential steadily increases to the equilibrium potential of 
hydrogen. The subject was also discussed by U. R. Evans, J. A. N. Friend, 

F. Haber and W. Maitland, E. Heyn and 0. Bauer, E. Liebreich, W. H. Perkins, 
E. K. Rideal, and G. W. Whitman and co-workers. F. Haber and F. Goldschmidt 
showed that iron may resist attack by soln. of alkali-lye, in the presence of carbon 
dioxide so long as the carbonate and hydrocarbonate can be formed. W. R. Dun- 
stan and J. R. Hill studied the passivation of iron by soln. of sodium and 'potassium 
carbonates, and by soln. of borax— vide sujwa, the corrosion of iron. G. T. Fechner, 
and M. Faraday noted that the metal is not attacked by soln. of alkali sulphide, 
although, according to G. S. Ohm, a surface skin of iron sulphide may be formed. 
Similarly, F. Forster did not consider the resistance of iron to soln. of alkali sulphides 
to be the same in kind as the phenomenon of passivity. W. R. Dunstan and 
J. R. Hill, J. A. N. Friend and C. W. Marshall preferred to call these agents 
inhibitors rather than passivifying agents. 

0. Dony-Herault, and W. Beetz showed that soln. oi potassium chlorate, bromate, 
or iodate in cone, sulphuric acid passivate iron, but, according to M. Mugdan, soln. 
of potassium perchlorate do not do so. Iron was also found by M. Mugdan to be 
passive in soln. of alkali chlorates, bromates and iodates. E. Heyn and O. Bauer 
observed that soln. of potassium chlorate, up to the highest concentrations, per¬ 
ceptibly attack iron, but soln. of potassium bromate and iodate containing 1 grm. 
per litre, do not do so. W. R. Dunstan and J. R. Hill found that a 1 per cent. soln. 
of potassium chlorate did not passivate iron, but a 4 per cent. soln. did, whilst 
1 per cent. soln. of potassium bromate or iodate were usually effective in passivating 
iron“- as indicated above. 

M. Boutmy and M. Chateau, and G. T. Moody observed that iron becomes 
passive in contact with neutral hydrogen dioxide. Thus, clean electrolytic iron can 
be immersed in a warm dil. soln. of perhydrol without showing any sign of corrosion 
even though its surface is swept with bubbles of oxygen due to the catalytic decom¬ 
position of the hydrogen dioxide. Iron readily dissolves in the presence of acids 
and hydrogen dioxide. The action of hydrogen dioxide was also studied by 
W. R. Dunstan and co-workers, and by H. E. Armstrong and R. E. Colgate. 

E. Grave attributed the passivity iron acquires when lieated in nitrogen to the 
removal of the activating hydrogen. W. R. Dunstan and J. R. Hill said that 
passive iron remains passive after it has been heated in nitrogen. (1. Tammann 
discussed the passivity of nitridized iron. A. Renard found that the vapour of 
nitric acid will passivate iron ; and L. Varenne added that compressed nitric oxide 
acts similarly. According to S. W. Young and E. M. Hogg, nitric oxide does not 
act at ordinary press., but nitrogen peroxide produces a passivity far greater than 
that produced by nitric acid when dry gas is allowed to come in contact with the 
metal— vide supra. Iron passivated by dry nitrogen peroxide is more persistently 
passive than that which is passivated by nitric acid. Mere traces of nitrogen 
peroxide can render iron passive; for if a little of the gas is allowed to escape into 
the atmosphere of a room all the iron articles in the room become passive. 

E, Ramann observed that iron is passivated by soln. of ammonium nitrate ; and 
J. Keir, G. Wetzlar, and B. Lambert, by soln. of copper nitrate. (L Wetzlar observed 
that neutral soln. act more quickly than acidic soln., and J. B. Seiidercns added 
that some copper separates from neutral soln. G. Wetzlar also noted that raising 
thp temp, is not favourable to passivity, and B. Lambert, that pressing the iron in 
an agate mortar before or while in the soln. of the copper salt, activates passive iron. 
6. Wetzlar reporf;ed that iron passivated by a soln. of copper nitrate retains its 
passivity for weeks, but dipping the passive iron in water makes it active. 

G. Wetzlar, and M. Martens found that iron is passivated in an alcoholic soln. of 
copper nitrate. The passivating action of soln. of copper sulphate was studied by 
G. F. Buchholz, G. Wetzlar, J. B. Renderens, and W. Beetz; of a soln. of copper 
chloride, by J. B. Renderens, and of alcoholic soln. of the chloride, by G. Wetzlar, 
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uud M. Martens ; of aq. soln. of copper acetate, by U. Wctzlar, .1. B. Seiidereiis, and 
M. Mugdan; of neutral or ammoniacal soln. of copper tartrate, by G. Wetzlar and 
M. Mugdan. T. Bergman, J. Keir, N. W. Fischer, G. Wetzlar, and W. Beetz 
observed that iron is passivated by aq. soln. of silver nitrate ; and E. Ramann, by 
ammoniacal soln. of that salt. W. Beetz found that silver nitrate is more active 
than is copper nitrate ; and J. Keir, and G. Wetzlar studied the passivation by 
mixed soln. of copper and silver nitrates. The addition of nitric acid to the aq. 
soln. of silver nitrate tends to activate the iron. The action was studied by T«.Berg- 
man, J. Keir, G. T. Fechner, M. Faraday, W. Heldt, and G. Wetzlar; the action 
of neutral soln., by G. Wetzlar, W. Beetz, and J. B. Senderens ; and the activation 
by a rise of temp., by J. Keir. G. Wetzlar, and J. B. Senderens observed that the 
passivity produced by a nitric acid soln. of silver nitrate is retained some weeks on 
exposure to air. J. B. Senderens studied the passivation of iron in soln. of silver 
sulphate; and J. B. Senderens, and G. Wetzlar, in soln. of silver acetate. The 
passivation of iron by soln. of mercurous nitrate was studied by J. Keir, C. F. Schon- 
bein, G. Wetzlar, W. Heldt, and M. Boutmy and M. Chateau ; by soln. of aluminium 
nitrate, by E. Ramann ; by soln. of lead nitrate, by R. Kirwan, J. Keir, and 
J. B. Senderens ; and by soln. of lead acetate, by J. B. Senderens ; and by soln. of 
ferrous and ferric nitrates, cobalt nitrate, and nickel nitrate, by E. Ramann. 

M. Boutmy and M. (liateau, d. A. N. Friend, E. Licbreich, G. T. Moody, 
W. R. Hunstan and co-workers, U. R. Evans, T. P. Hoar and U. R. Evans, 
R. G. van Name and 13. U. Hill, G. W. Heise and A. Clemente, and E. Heyii and 
(). Bauer discussed the passivation of iron by soln. of chromic acid, chromates, and 
dichromates; and M. Boutmy and M. Chateau, M. Mugdan, W. R. Dunstan and 
J. R. Hill, and E. Heyn and 0. Bauer, the passivation of iron by soln. of potassium 
permanganate. Most of the observations on passivity were made with iron contain¬ 
ing carl)()n as an impurity, but R. Lenz showed that purified iron becomes passive 
under similar conditions, so that the j^nssive state is a property of iron per se. 

W. Hisinger and J. J. Berzelius, and C. F. Schbnbein studied the passivation of 
iron by anodic polarization. According to E. Ramann, iron readily assumes the 
passive stiite when it is used as anode or positive electrode in an aq. soln. of various 
electrolytes. If the iron be made the anode of an electric circuit, the NO' 3 -ions 
at the surface of the metal passivate the iron. The subject was studied by 
H. G. Byers, F. Flade and 11. Koch, G. Grube, J. L. R. Hayden, H. L. Heathcote, 
W. Rathert, (^ F. Sclidnbein, and W. Hittorf. M. Faraday found that tlie dis¬ 
solution of iron by nitric acid of sp. gr. 1-3 at once (‘eases if a material like platinum, 
gold, or carbon is brought in ('lectrical contact with the iron. Here a short-circuited 
eh‘ctric cell is set iq>, and passivity is quickly produced, (^ontact vdth zinc under 
similar conditions has the reverse effect. The effect of zinc in starting activation 
waves, wliich, if started in two parts of the passive iron, meet and mutually extin¬ 
guish one anotluT, was studied by R. 8 . Lillie. 

According to Andrews, J. MacLeod-Brown, M. Martens, and P. de Regnon, if 
an iron rod di])ping into nitric acid or other oxidizing agent be in electrical contact 
with a stri}) of platinum, it becomes jiassive, due to the anodic polarization of 
the iron, for if the two metals be in electric contact, the iron becomes the 
anode, the strength of the current falls to a very small quantity, and then remains 
virtually constant for several days. The subject was also studied by H. Buff, 
M. Faraday, W. Heldt, J. F. W. Herschel, A. J. Maass, L. McChilloch, M. Martens, 
H. M. Noad, E. Ramann, P. de Regnon, A. Renard, W. Rollniann, and (’. F. Schbn¬ 
bein. No passivation was observed by M. Faraday to occur when tin* iron is in 
contact with copper; but the effect with silver was observed by M. Faraday, and 
J. F. W. Herschel; with gold, by J. Macljeod-Brown, E. Ramann, A. Renard, and 
(\ F. Schbnbein ; and with graphite, by M. Faraday, J. MacLeod-Brown, E. Ramann, 
P. de Regnon, A. Renard,-and J. L. Schbiin. The passivation of iron by contact 
with lead oxide and silver peroxide was noted by M. Boutmy and M. (^bateau, 
H. M. Noad, and C. F. Schonboin. (^. F. Schbnbein observed that a rod ol passive 
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iron may passivate a rod of active iron, if the two rods be placed in electrical contact 
in the acid. If the surface area of the active rod is relatively greater than that of 
the passive rod, the phenomenon may be reversed, and the passive rod may become 
active. J. MacLeod-Brown said that if part of an iron nail is made passive, the 
remainder of the nail does not assume the passiye state. The passivation of active 
iron by contact with passive iron was studied by U. R. Evans, M. Faraday, 
6. T. Fechner, H. C. Oersted, E. Ramann, C. F. Schonbein, H. Schroder, G. Wetzlar, 
and G. Wiedemann. 

G. Wiedemann described a number of cases of the passivation of anodic iron in 
cells with various electrolytes, and various metals—copper, silver, gold, zinc, cad¬ 
mium, tin, lead, antimony, bismuth, and platinum—by A. Avogadro, W. Beetz, 
J. G. Brown, M. Corsepius, J. F. Daniell, H. Davy, M. Faraday, N. W. Fischer, 
F. Flade, W. Hisinger and J. J. Berzelius, A. J. Maass, M. Martens, C. H. PfafE, 
A. de la Rive, W. Rollmann, and C. F. Schonbein. 

The anodic polarization of iron in soln. of alkali hydroxidoH was st udied by A. J. Allinand 
and R. H. D. Barklie, H. G. Byers and co-workers, M. Corsepius, C. Frodeuhagen, F. FOrster 
and A. Piquet, E. Grave, G. Grube, F. Haber and co-workers, E. S. Hedges, P. Krassa, 
E. Muller and F. Spitzer, and C. F. SchonUdn. The effect in soln. of various salts— e.g. 
sodium chloride was studied by W. J. Muller; sodiiun chlorate, by H. G. Byers; 
ammonium sulphate, by E. S. Hedges ; sodium sulphate, by H. G. Byers and co-workers, 
E. S. Hedges, H. W. Moseley, and W. Rathert; potassium sulphate, by A. Finkelstoin, and 
E. P. Schoch and co-workers; copper sulphate, by W. Rathert, and C. Sthonbein ; 
ferrous sulphate, by C. A. L. de Bruyn ; ferric sulj)hate, by A. Finkelstein ; ummoniuni 
nitrate, by J. L. R. Hayden: sodium nitrate, by H. fJ. Byers; potassium nitrate, by 
H. G. Byers, J. L. R. Hayden, E. P. Schoch and co-workers ; alkali carbonate's and hydro- 
carbonates, by H. G. Byers, J. L. R. Hayden, and F. Haber and F. Goldschmidt ; mixtures 
of potassium ferrocyanide and ferricyanide, by G. Grube ; potassium cyanide, by A. Brochet 
and J. Petit, H. G. Byers, A. Finkelstein, E. 8 . Hedges, and W. Hittorf; }>otaHsium phos¬ 
phate, by H. G. Byers and M. Darrin ; potassium permanganate, by H. (3. Byers ; and 
])otassium dichromate, by H. G. Byei*s and co-workers. The effect in various acitls- ■ 
e.g. hydrochloric acid w^as studied by H. G. Byers and S. C. Langdon, and E. vS. Hedges ; in 
sulphuric acid, by J. Alvares, H. E. Armstrong and R. T. Colgate, H. (3. Byers and co¬ 
workers, iif. Corsepius, U. R. Evans, A. Finkelstein, F. Flade and H. Koch, C. Frcdenhagen, 
E. Grave, E. , 8 . Hedges, H. Koch, W. Rathert, P. de Re^gnon, (3. (\ Schmidt ami 
W. Rathert, and C. F. Schdnbein ; in nitric acid, by T. Andrews, H. G. Byers and (‘o-workers, 
’C. Fredenhagen, E. 8 . Hedges, W, Hisinger and J. J. Berzelius, M. Martens, H. W. Moseley, 
W. J. Miiller, P. do Regnon, W. Rollmann, and C. F. 8 ch 6 nboin ; in phosphoric acid, by 
H. G. Byers and co-workers, E. 8 . Hedges, H. W. Moseley, and C. F. Schdnl>ein. 

Passive iron was found by A. Finkelstein to behave with respect to oxygen like 
a reversible gas-electrode, and the cell was studied by F. Flade, 0. Fredenhagen, 
C. M. Gordon and co-workers, G. Grube, M. Mugdan, W. Muthmann and F. Frauen- 
berger, and F. Todt. The passive iron behaves in this-way with no gas other than 
oxygen. If platinum be replaced by passive iron in the gas-cell, H. Koch found that 
the intensity of the current is reduced, showing that oxygen is being taken up by the 
passive iron. 0. Scarpa could not decide whether a film of oxide or a film of oxygen 
was formed on the passive metal. H. C. Byers and S. C. Langdon showed that the 
potential, E volt, of the cell is dependent on the press, of the oxygen— p lbs. per 
sq. in. with an iron electrode in 0 - 2 Y-H 2 SO 4 : 

p . .0 25-8 30-5 34-6 43-9 

hJ . . 1-770 ^1-760 -1-751 - 1-740 -1-730 

The potential of the anodically polarized, passive iron gradually decreased with 
time. C. A. L. de Bruyn showed that while platinum is not attacked, an electrode 
of passive iron is attacked by mixed soln. of ferrous and ferric sulphates: 

FeS 04 . . . 67-6 48-5 29 0 16-0 1 0 per cent. 

Fe,(S04), . 32-5 61-5 71-0 84-0 99-0 „ 

(platinum . 0-632 0-655 0-680 0-699 0-812 

1 passive iron . 0-620 0-642 0-665 — 0-745 

(ferrosic oxide . 0-619 0-651 — 0-686 0-766 
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The passivation of iron or anodic polarization of iron in soln. of alkali hydroxide 
was discussed by F. Forster and co-workers, C. Fredenhagen, H. FreundJich and 
co-workers, G. Grube and H. Gmelin, F. Haber and co-workers, D. F. Holmboe, 
P. Krassa, E. Muller and F. Spitzer, and L. Tronsted ; and the anodic polarization 
of iron in fused alkali hydroxide, by C. Liebenoff and L. Strasser, R. Lorenz, 
C. J. Reed, L. Rolla and R. Salani, and J. F. Sacher. The general results show that 
the iron behaves as an oxygen, and that the passivation is due to the formation of a 
film of oxide, or a film of gas electrode. 

According to F. Goldmann and E. Rupp, the impact of electrons on non- 
evacuated surfaces of silver or copper causes them to become passive, so that the 
bombarded surface is not attacked by iodine vapour, whilst 
the unprotected parts are quickly covered with a violet 
film, which is thickest near the boundary. Positive ions 
or the prolonged action of ultra-violet light produces the 
same effect. Since passivation does not occur when the 
surfaces are evacuated or when the evacuated surfaces are 
subsequently brought into contact with hydrogen, but is 
j)ronounced if oxygen is introduced, it is considered to be 
due to the formation of an oxide film on the exposed part 
of the metal. 

The activation of passive iron.- J. Keir, and H. Buff observed that the activa¬ 
tion occurs when the passive metal is left in contact with water— supra. 
It is only the moist passive metal that reverts so easily to the active state. The 
passive metal may be activated if left in contact with nitric acid below the con¬ 
centration required for passivation, thus, L. Varenne found that iron passivated by 
nitric acid of sp. gr. 1-42 was depassivated in contact with 

Sp. gr. nitric . 1*3 1*28 1*2() MG 

Time .... 2G4 120 32 12 hrs. 

Analogous observations were made by E. St. Edme, H. L. Heathcote, W. Heldt, 
J. F. W. Herschel, and C. F. Schonbein. U. R. Evans, and H. L. Heathcote, 
found that iron passivated in cone, nitric acid becomes active on exposure to air ; 
and T. Fujihara, that Armco iron or electrolytic iron, passivated by a 5 per cent, 
alcoholic soln. of nitric acid, was not attacked by distilled water in an atm. free 
from carbon dioxide, but in the presence of carbon dioxide, it began to rust in 10 to 
20 mins. 

H. L. Heathcote obtained the passive metal in a dry state by rapidly spraying, 
in succession, upon a recently passivated rod of metal, (i) a sat. aq. soln. of potassium 
dichromate containing 2*8 grms. of potassium hydroxide per 100 c.c. ; (ii) a mixture 
of 100 c.c. of water, 10 c.c. methylated spirit, and 2*5 grms. of potassium hydroxide 
purified by alcohol; and (iii) absolute alcohol. The dry, passive iron behaved 
exactly like a metal covered with a film of oxide. The rods were not activated by 
allowing them to remain several days in the atmosphere of a laboratory ; rubbing 
them well with dry cot ton-wool had no effect; and contact with zinc or scratching 
with glass failed to activate the portions of the passive rod which were not touched. 
L. Varenne said that passive iron becomes active under a pre^s, of 15 mm. of mer¬ 
cury ; and C. E. W. Belck also stated that activated iron becomes passive in vacuo, but 
H. L. Heathcote did not agree. According to H. L. Heathcote, if a vessel containing 
iron immersed in nitric acid be evacuated, bubbles of gas form on the surface of the 
metal and rise to the top of the liquid ; but although the mechanical action of these 
bubbles may sometimes render the iron active, more usually the bubbles cease to 
form at an early period, and the iron remains quite passive for hours at 15 mm. 
press. The sudden admission of air sonc^times activated the passive iron. He 
also found that passive iron may be kept in a high vacuum for some hours without 
change, although spots of activity may develop—possibly because of local action 
produced by impurities forming local voltaic couples. The general results show that 





Fig. 402.-—Tlie Poten¬ 
tial of Iron and the 
Current Density. 
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the presence of a gaseous film ou the metal is not the cause of the passivity. 
W. R. Dunstan and J. R. Hill found that at 400°, passive iron remains passive, but 
at a higher temp., the metal becomes active. According to E. Grave, active iron 
heated in vacuo is passive in consequence of the removal of occluded hydrogen, but 
P. Flade and H. Koch found that active iron remains when it has been heated in 
vacuo to remove as much as possible of the occluded hydrogen. For the presence 
of occluded gases in iron, vide supra. 

H. M. Noad, and others have noticed that dil. nitric acid activates passive iron— 
vide supra. A. Meyer, C. F. Schonbein, and others found that the same result is 
produced by the action of chlorine, bromine, hydrochloric acid, sulphuric acid, and 
a soln. of potassium nitrate, chloride, etc. Passive iron was found by G. Wetzlar 
to be activated by various salts— e.g. by sodium or ammonium chloride, or by 
potassium nitrate or sulphate in alkaline soln.; M. Mugdan observed that sodium 
chloride or sulphate activated passive iron, but not so with potassium nitrate or 
chlorate. E. P. Schoch and C. P. Randolph found that the anions: halides, 
sulphates, acetates, perchlorates, nitrates, chromates, chlorates, bromates, iodates, 
and hydroxides, have a decreasing tendency to activate passive iron. The 
activation of passive iron by the halides was discussed by A. J. Allmand and 
R. H. D. Barklie, G. Bodlander, H. G. Bvers and co-workers, W. R. Dunstan and 
J. R. Hill, U. R. Evans, F. Flade and H. Koch, J. A. N. Friend, F. Haber and 
F. Goldschmidt, J. L. R. Hayden, E. Heyn and 0. Bauer, E. Liebreich, A. Smits, 
and A. Smits and 0. A. L. de Bruyn. W. R. Dunstan and J. R. Hill also observed 
that sulphuric, hydrochloric, formic, acetic, citric, and carbonic acids rapidly activate 
passive iron. E. St, Ednie found that hydrogen converts passive into active iron, 
but, according to W. Hittorf, and E. Grave, molecular, i.e. ordinary, hydrogen 
does not restore the activity of passive metals. According to W. Beetz, E. Grave, 
and V. F. Schonbein, however, if the metal be heated in hydrogen--W. R. Dunstan 
and J. R. Hill said at 240° to 250°—the passive metal is activated. E. Grave, 
W. Rathert, 0. Sackur, G. C. Schmidt, G. V. Schmidt and W. Rathert, and 
J. Stapenhorst observed that hydrogen in statu nascendi, or H‘-ions, strongly 
activated the passive metal; and W. Hittorf, J. F. W. Herschel, M. Martens, 
M. Boutray and M. Chateau, and M. Bibart observed that the passive metal is 
activated by treating it with reducing agents— e.g., according to C. F. Schonbein, 
alcohol and ether make the passive metal active. G. (\ Schmidt found that the 
diffusion of hydrogen through a passivated surface activates the metal. The subject 
was studied by A. M. Hasebrink, and H. Eggert. In general, the passive state is 
destroyed by making the metal the cathode of a volfaic couple. M. Faraday, and 
R. S. Lillie —vide .supra —observed the activation of the passive metal by contact 
with zinc. 

According lo M. Faraday, F. Forster, J. F. W. Herschel, J. Keir, M. Martens, 
C. F. Schonbein, F. W. Schweigger-Seidel, and G. Wetzlar, passive iron is usually 
activated when it is in contact with active iron, or when it is in contact with a more 
electropositive metal like zinc or lead. In J. F. W. Herschers experiment, an iron 
rod was divided into two parts by a band of wax about the centre of the rod ; 
and passivity was induced on both ends of the rod. Activity is restored to one end 
by touching that end with a piece of copper while the whole rod was exposed to 
air; if one end be touched while the whole rod is dipping in the acid, both ends 
become active. In the former case a voltaic couple is formed —the piece of copper 
is the anode, the end of the rod which is in contact with the copper is the cathode, 
and the film of acid the electrolyte. The cathode extends only to the wax ring 
because the electrolyte does not wet the wax. When the rod is wholly immersed, 
the electrolyte is continuous, and the whole rod acts as cathode and becomes active. 

The passive metal can be activated by mechanical treatment— e.g. J. F. W. Her¬ 
schel, J. Keir, F. W. Schweigger-Seidel, J. B. Sendeiens, C. Tomlinson, L. Varenne, 
and G. Wetzlar noticed that the active condition may be restored to passive iron 
by scraping or scratching the metal, or by a mechanical shock, although P. de Regnon 
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was unable to verify this. N. Izgarischelf said that the scratched iron immediately 
becomes passive if it be returned to the nitric acid ; and W. R. Dunstan and 
J. R. Hill observed that iron passivated by chromic acid, scratched, and then placed 
in water begins to rust along the scratches. W. Muthmann and F. Frauenberger 
observed that metals which have become more or less passivated by exposure to 
air become active when the surface is cleaned mechanically. L. Varenne found that 
vibratory movements of various kinds activate passive iron. E. S. Hedges observed 
that iron, previously rendered passive by nitric acid, becomes active when whirled 
at 3000 revs, per min. after a short period of induction representing the time 
required for removing the film of oxide which produces the passivity. 

W. Hittorf observed that when the circuit of the cell Fe | NaN 03 , H 2 Cr 04 j Ft 
is closed by dipping the iron in the salt soln., the e.ra.f. gradually drops from 1*83 
to 0*1 volt, the iron becomes quite passive, retaining its metallic lustre, and it is 
not attacked however long the cell is short-circuited. Passive iron is not really 
insoluble in nitric acid, for M. Faraday showed that a little passes into soln. during 
the passage of the current; and (\ E. W. Belck observed that the rate of dissolution 
of the passive iron de])ends on the cone, of acid, being less in the more dil. acids. 
H. (I. Byers, and H. (i. Byers and S. Langdon observed that the establishment of 
anodic passivity in iron is influenced by the condition and previous history of the 
iron, the nature and concentration of the electrolyte, the stirring of the electrolyte, 
tlie temp., the current density, the time of flow of the current, and the concentration 
of tlie oxygen dissolved in the electrolyte. 

In the electrolysis of sulphate soln., at low current densities, the dominant 
anion, SO 4 ", is alone discharged at the anode to any appreciable extent, but at high 
current densities, the OH'-ions are also discharged, and oxide or hydroxide, or 
hydrated oxide begins to accumulate on the anode, and interferes with the dis¬ 
solution of the iron. It is at this stage that passivity occurs. The electrical passiva¬ 
tion of the iron occurs more readily in alkaline soln. since these soln. are favourable 
to the discharge of OH'-ions ; and in soln. of alkali hydroxide alone, a low current 
density makes the anode passive because the only possible anode product is the 
sparingly soluble hydroxide. E. P. 8 choch and C. P. Randolph found the 
approximate limiting current densities, in milliamps., to be with XV-K 0 SO 4 , 3(K); 
with O-OIA'-KOH, 250 ; with i\^-K 2 S 04 and with O-IA^KOH, 10. 

According to F. Forster, A. Adler, M. Schlotter, G. C. Schmidt, E. Grave, 
W. Rathert, and M. le Blanc, passivity is the normal state of purified iron, 
and the metal is rendered active by contact with some catalyst, say hydrogen 
(G. C. Schmidt), an alloy of the metal and hydrogen (F. Forster), or H'-ions 
(E. Grave) ; and this liypotliesis is suppo.sed to be supported by B. Lambert 
and J. C. Thomson's observations—ride supra, the conosioii of iron. F. Flade 
and H. Koch attempted to decide between the hypothesis that (i) purified iron 
is active and the passivity is connected with the presence of oxygen, and the 
hypothesis that (ii) purified iron is passive and the activity is connected with 
the presence of hydrogen. If a specimen of active iron be heated in vacuo, to 
remove all hydrogen, it still remains active; and if a passive electrode be 
heated in carbon monoxide to remove oxygen without affecting the hydrogen, 
a passive electrode remains passive, and an active electrode becomes passive. 
This last result is attributed to an equilibrium condition between carbon, oxygen, 
carbon dioxide, and carbon monoxide, and the oxygen formed passivates the 
active metal. According to W. Rathert, and G. C. Schmidt, the potential at 
whicli the passive metal becomes active is not the same afe that at wdiich the 
active metal becomes passive, and that the point of sudden change of potential 
observed by F. Flade does not represent the boundary potential below which the 
metal is active and above which it is passive. A metal may be active or passive 
on both sides of this point, depending on its previous treatment. The potential 
at which iron becomes passive is dependent in a marked degree on the concentration 
of the electrolyte in which the anodic polarization is effected, whilst the potential 
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at wliicli passive iron becomes active is not. The appearance of the passivity 
potential and the activity potential during anodic polarization is dependent on the 
current density, and consequently on the oxygen concentration on the electrode. 
These various facts are said to be explained better on the hydrogen than on the 
oxide theory of passivity. J. Stapenhorst found that iron which has been made 
passive by chromic acid, becomes active under the influence of hydrogen dissolved 
in the metal. He believed that this change cannot be explained by the removal 
of dissolved oxygen or by the destruction of an oxide film. Under suitable con¬ 
ditions, the reverse change may be brought about by the diffusion of nascent oxygen. 
The potential assumed by a metal in a neutral electrolyte depends on the quantity 
of oxygen present in the electrolyte soln. If the surface of the metal is renewed by 
grinding with an emery-wheel, the potential changes from that characteristic of 
the passive form to the value peculiar to the active form of the metal. Hydrogen 
and nitrogen tend to preserve the potential of the active form, but otherwise behave 
as indifferent gases. Oxygen, on the other hand, is not an indifferent gas. Both 
in the gaseous and dissolved states it exercises a very considerable influence on the 
electrode potential and conduces to the appearance and maintenance of the passive 
state. The passivating potential was studied by J. Alvares, (\ A. L. de Bruyn, 
H. G. Byers and co-workers, F. Flade, F. Flade and H. Koch, F. Giordani, 
C. Fredenhagen, E. Grave, E. Liebreich and W. Wiederholt, W. J. Muller 
and co-workers, W. Rathert, G. Schmidt and W. Rathert, and E. P. Schoch 
and C. P. Randolph. 

According to W. J. Muller and co-workers, in the electrolysis of A^-H 2 S 04 sat. 
with ferrous sulphate, a visible film is formed on the iron anode, and the resistance 
rises at first slowly, and then rapidly to a maximum. A critical current density 
at which passivity occurs is attained after a definite time, t ; and the mean current 
density for passivation is directly proportional to log t. H. G. Byers and C. W. Thing 
found that a current density which is insufficient to cause passivity quickly may do 
so if a longer time is allowed. They also found iron to be passive at all current 
densities in a soln. of potassium dichromate and sodium sulphate, and becomes 
passive in 0 * 2 A^-H 2 S 04 at all current densities above 6*0 amps, per sq. dm. 
H. G. Byers and S. i\ Langdon observed that with iron as anode in 0 - 2 A^-H 2 SO 4 , 
the time required for passivation is much shorter if dissolved oxygen is present 
at the anode surface. U. Sborgi and G. Cappon found that with iron in an ethyl 
alcohol soln. of calcium and ammonium nitrates, the metal is passive with high and 
low current densities ; and U. Sborgi and P. Marchetti observed that with an acetone 
soln. of lithium chloride, iron dissolved as a bivalent metal, and the metal is passive 
in an acetone soln. of silver nitrate. 

C. A. L. de Bruyn found that with a soln. of ferrous sulphate, an iron electrode 
suddenly becomes passive when the current density reaches 0*4 amp. per sq. cm. 
This abrupt change was not observed with soln. of ferrous chloride. In an electrolytic 
cell giving off oxygen from the passive iron electrode, only about 1 per cent, of the 
current was consumed in the dissolution of iron; the remainder was used in pro¬ 
ducing oxygen. For active iron, with 0*1 per cent, of carbon, dissolving anodically 
in a soln. of sodium sulphate, the current efficiency and the current density, in 
amperes per sq. cm., were : 

CuiTont density . . . 0*01.‘I 0 020 0 027 0 034 

Current efficienc y . . 99-9 99*6 99*4 99*1 j^er cent. 

indicating that as long as iron remains active, the current efficiency diminishes 
slightly as the potential increases. The current efficiency during the anodic dis¬ 
solution of passive iron, when the current density is 0*0005 amp. per sq. cm., is 
1*09 for iron with 0*1 per cent, of carbon ; 1*21 per cent, for iron with 0*4 per cent, 
of carbon ; 1*24 per ceiit. for steel with 1*1 per cent, of carbon ; and 4*75 per cent, 
for cast iron with 3*5 per cent, of carbon. The greater effect with cast iron is 
attributed to the high carbon-content and coarser structure. Electrolytic iron 
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under similar conditions became active. Passive iron is thus slightly attacked 
and a comparison of a passive iron anode with a non-corrodible platinum anode in 
0 *liV- 8 oln. of ferrous and ferric sulphates furnishes the curves, Fig. 403, which show 
that the potential of passive iron is rather less than that of platinum. ( 7 . It. White 
also showed that iron dissolves anodically in a soln. of 
sodium nitrate when the current density is low, say, 0*3 
amps, per sq. dm., and the current efficiency is 99 to 101 
per cent. ; but if the current density is raised to 1-7 to 3-3 
amps, per sq. dm., the iron becomes passive, and only 0*3 
to 1*1 per cent, of the cuiTent is then employed in the cor¬ 
rosion of iron. IJ. R. Evans observed that the relatively 
small dissolution of iron which occurs when iron is passi¬ 
vated occurs mainly along the water-line, just where any 
protective skin, which may be formed, breaks down most 
readily ; as a result, a passive electrode through which a 
current has been flowing some time, may be deeply corroded along the water-line 
and unchanged over the immersed portion. This attack is not due to contact 
with the oxygen of the air —Fig. 403—since in the passive state, oxygen bubbles 
are freely given off all over the immersed portion; when the anode is in the 
active state, it is often much less attacked near the water-line than it is elsewhere. 

In general, the corrosion of iron is a result of the electrochemical action caused 
by the passage of currents between portions of the metal which are at different 
potentials with respect to the electrolyte in contact with them. Differences of 
])otential with a homogeneous metal may be produced by differential aeration. 
Two pieces of the same electrolytic iron, similarly ground, were found by 
A. L. McAulay and S. H. Bastow to give widely different potentials when immersed 
in an electrolyte. In general, when a piece of iron is placed in an air-free electrolyte, 
tliere is a stable potential to which it tends, probably ultimately determined by the 
hydrogen-ion concentration of the soln. It does not immediately acquire this 
potential, but after prolonged immersion the stable condition, which proved to 
be easily reproducible, is attained, and the behaviour of the metal when subjected 
to experiments using this condition as a starting-point is also reproducible. Mild 
steel, and cast iron behave similarly, and a difference in composition has but little 
effect provided that it is not such as to produce air passivity, as in the case of 
“ stainless steel. Such steel shows completely different behaviour : it resembles 
a noble metal, is easily polarized by minute currents, and shows no very definite 
normal potential. The potential which an iron electrode reached after prolonged 
immersion in an air-free electrolyte was taken as standard. In 0*5iV'-potassium 
sulphate this is between 0-75 and 0*80 volt on the sat. calomel scale, the actual value 
probably depending on the of the soln. When electrodes in the standard state 
are exposed to air, and then re-immersed in the same electrolyte, they recover the 
standard state. The film which is responsible for the corrosion current increases 
in protective power and resistance to destruction with the time of exposure of 
the iron to air up to about 2 hrs., after which but little further change takes place 
on further exposure. When this stage is reached, the immersion of the iron in 
air-free 0*5iV-potassium sulphate causes a destruction of the ennobling film in 
about an hour, and a consequent return of the metal to the standard state in this 
time. Some film is formed even in the shortest exposures it is possible to give. 
The destruction of the film is due to action by the electrolyte, it is not destroyed 
if the electrode is merely left in contact with an inert gas after exposure. More 
drastic oxidation, such as anodic treatment in alkali-lye, produces a film which 
takes considerably longer to destroy on exposure to electrolyte than any that are 
air-formed; eventually, however, the same standard state is achieved in each 
case. The passage of corrosion currents has no effect on the ennobling film that 
gives rise to the potential difference which produces them. The potentials are 
modified temporarily owing to polarization effects, but these effects rapidly dis- 
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appear when the current is stopped, leaving the film unchanged except for the 
action of the electrolyte. 

A. J. Allmand and R. H. D. Barklie, M. le Blanc, A. Brocket and J. Petit, 
A. Lob, and R. Ruer compared the corrosion of iron by direct and alternating cur¬ 
rent. W. J. Shutt and V. J. Stirrup found the time of passivation of iron 
in 2 A^-H 2 S 04 with current densities, D amp. per sq. cm., at 20°, to be : 


D 

. 0*78 

0-911 

1-40 

2-21 

3-23 

Time . 

. 601 

4-2» 

2-19 

0-86 

019 secs. 

and at 6°: 

T) 

. 0-729 

0-923 

1-56 

2 22 

2-57 

Time . 

. 4-44 

300 

0-69 

0-32 

0-19 sees. 


The time of recovery was 0-93 sec. at 20° and 3*21 secs, at 6°. 

W. J. Muller studied the time required to produce passivity with an iron anode 
treated wuth unit current density in sulphuric acid of different concentrations, 
and found: 

. O-OU 0*24 0*48 0-94 I*7r> 3 13 4-88 9 14 13-2 

Time {Heo.s.) . . 0-22 0-2(; 0-60 1-84 2*99 2'99 2 10 1-M 0-92 

Increasing the concentration of the acid first decreases the liability to passivity to 
a minimum with about 3 iV-H 2 S 04 , and after that the tendency to passivity increases. 
The effect of high acid concentrations may be attributed to the depression of the 
solubility, S, of heptahydrated ferrous sulphate in the acidic soln., but the short 
time needed with low acid concentrations cannot be so explained, but it may be due 
to the formation of basic salts, in place of hydrated sulphate, as a covering (pro¬ 
tective) layer. The activity coeff. for sulphuric acid has a minimum value when 
the time of passivation is a maximum. The time of passivation is greatly affected 
by temp., being doubled by a rise of 10°. \V. J. Muller found that the time of 
passivation, t, of iron as anode in soln. of sodium sulphate follows the rule 
/-a+^log (cw—e)/(6—cj, where a and h are constants ; em denotes the reversible 
potential of the metal in the pores ; eg, the potential of the coating ; and e, the 
measured potential of the electrode at the time t. The potential-time curves of 
iron and its alloys were examined by K. May, A. Travers and J. Aubert, W. J. Shutt 
and V. J. Stirrup, H. G. Byers and co-workers, A. Smits, C. W. Bennett and 
W. S. Burnham, E. S. Hedges, E. B. Schoch, F. Forster, C. Fredenhagen, E. Heyn 
and 0. Bauer, V. Kohlschiitter and H. Stager, M. Mugdan, U. R. Evans, and 
W. J. Muller and co-workers. 

L. C. Bannister and U. R. Evans used soln. of potassium chromate, and of 
potassium chloride, and observed that when a metal is covered with a porous 
film of oxide, it may furnish any value between the potentials of the clean metal 
and that of the solid oxide. If the oxide film is highly discontinuous, the measured 
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Fio. 404.—Potential Curves of Metals with a Film of Oxide. 


potentials will approach that of the film-free metal— A, Fig. 404; if the pores in 
the skin of oxide are very small, the measured potential will be higher—R, Fig. 404 ; 
and in C, Fig. 404, on the assumption that the elevated potential is due to the high 
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resistance imposed by the narrowness of the pores. If, when this stage is attained, 
the break-down extends from the original weak points, the potential will fall, first 
rapidly, and then slowly, as the conditions approach the limiting case of A, Fig. 404, 
The shutting off of oxygen by secondary rust will contribute to the fall. Conversely, 
if repairing conditions prevail, causing the pores to become narrower or less frecuent, 
or rendering the film thicker, the measured potentials will rise. In the limiting 
case, the pores vanish, and the potential becomes equal to that of the solid oxide— 

D, Fig. 404. It follows, therefore, that a rising potential indicates that weak points 
in the film are being repaired ; and a falling potential, that the break-down is 
extending ; a high final potential indicates that the metal resists attack, a middle 
value indicates slight rusting ; and a low value, profuse rusting. A treatment which 
increases the resistance of iron to attack, raises the potential; and a treatment which 
favours corrosion, lowers the potential. The anodic overvoltage was studied by 

E. Newbery, U. R. Evans, and E. Liebreich and W. Wiederholt. The abrupt 
change of potential, observed by F. Flade, and others, to occur when iron, as anode 
in sulphuric acid, becomes passive, was found by W. Rathert to be different from the 
abrupt change which occurs when the passive metal becomes active. (\ F. Holmboe 
observed that in the anodic passivation of different forms of iron and steel, the rule 
that the passivation is greater the greater the degree of purity of the iron, is not of 
general application. 

If the potential of an iron anode which has been passivated in a soln. of ferrous 
sulphate be measured at definite intervals of time, the metal becomes activated ; 
taking time in seconds after the interruption of the current, and referring the 
potential to a normal calomel electrode : 

Time . .3 12 21 32 40 49 55 04 09 75 

Volts . . 0-300 0-205 0-254 0-238 0-220 0-202 0-180 0-130 -0-420 -0-550 

The results represented by curve Fig. 405 were obtained with a soln. of 0*473 
mol of ferrous sulphate per litre, on an automatic recorder, by C. A. L. de Bruyn. 
The potential first falls rapidly, ab, 
then slowly, be, and finally, rapidly 
again, cd. The iron is passive until 
the second rapid decrease occurs. Dur¬ 
ing anodic polarization, hydrogen is 
displaced by oxygen ; when the current 
is interrupted, the absorbed oxygen is 
gradually destroyed by the hydrogen 
diffusing back. The retardation of 
the activation by the oxygen gradually 
decreases, and when the concentration of the oxygen is reduced to a low enough 
value, a rapid change to the active state occurs and the iron then contains 
hydrogen. The proportion of ferric ions in the soln. is also of importance since 
they retard the process of activation and favour passivation. The results II, 
Fig. 405, were obtained with a soln. to which 0-00024 mol per litre of FeCk was 
also added; curve III, with 0-0003t) mol FeCl 2 ; and curve IV, with 0-00048 
mol FeCl 2 . This shows that CT-ions are powerful catalysts in accelerating the 
activation which is favoured by a rise of temp.; thus, at 93°, the polarizing 
current, in milliamps. per sq. cm., is 1-0; at 79°, 0-6 ; and at 64°, 0-3. 

In general, under the conditions necessary for producing the passive state, the 
anodic potential of iron is reduced. According to J. F. Chittum, in cone, nitric 
acid soln., the anodic potential of the iron is reduced to a much lower value than 
is thought to be accounted for by the presence of an insoluble oxide, even by a 
higher oxide, if any such could be formed under the conditions. In alkaline soln., 
the anodic potential of iron is reduced to a lower value than can be explained by the 
presence of an insoluble oxide, and the higher oxide, Fe 02 , is soluble in most alkaline 



Fig. 405. —The AL-tivalion of Passive Iron. 
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solii. Iron, if not disturbed, dissolves very slowly in cone, nitric acid; and in 
alkaline soln., differential passivity accompanies differential aeration. 

The potential of iron in a finely-divided state, as in amalgams Fe(Hg)-»Fe“-f 20, 
was shown by W. H. Hampton, and W. J. Sweeney to be 0*441 volt at 25°; and 
J. C. Warner, and W. J. Sweeney showed that the e.m.f. of a cell Fe | Fe(OH )2 sat. 
soln. I Ho is 0*169 volt at 25° with hydrogen at 1 atm. press. ; if less than this press., 
the potential is greater. J. F. Chittum defines passivity as the “ tendency of iron 
to exhibit a potential lower than that of an iron amalgam under the same conditions 
if the amalgam should behave like sodium amalgam.” According to J. F. Chittum, 
soft iron, and annealed and alloy steels are in equilibrium with Fe(OH)’-ions over 
the range 1*^ 6*0 when no oxidizing agent is present; and the slope of the 

curve for the potential with different concentrations of the H’-ions is different if 
chlorides and sulphates are present. Tempered steels are in equilibrium with a 
higher oxide of iron with values of from 3*0 to 6*0, presumably because the higher 
oxide is inclosed in surface crevices. In the presence of oxidizing agents, soft iron, 
and annealed, ordinary and alloy steels are in equilibrium with Fe(OH)'-ions over the 
range 1*0 to 3*0, and in equilibrium with a higher oxide of iron over the range 
to 6*0. With values of exceeding 6*0, the kind of iron oxide with which 
the metal is in equilibrium is soluble, and as its solubility increases, the tendency 
for this kind of iron to revert to metallic iron increases to nearly a constant value. 
This is true only of a higher oxide of iron which is increasingly soluble in alkalme 
soln. as a ferrate. Consequently, in soln. with p^ exceeding 6*0, the iron behaves 
as the electrode Fe 4 - 3 H 20 ->Fe 03 " 4 -fiH*-f 40. The higher oxide is here assumed 
to be Fe 02 , concluded that a rod of iron behaves as the electrode Fe+ 2 H 20 

->FeO2+4H*+40 except under conditions where the oxide dissolves or is reduced. 
In the absence of oxidizing agents, or in the presence of reducing agents in soln. 
with values of pu between 4*0 and 9*0- the neutral range— tlie condition unfavour¬ 
able for the higher oxide electrode is the absence of sufficient oxygen for the catalytic 
oxidation of the secondary products of corrosion, e.g. ferrous ions, should the higher 
oxide be reduced, or the hydrogen be depolarized if the hydroxyferrous iron electrode 
is established. This condition may occur when oxygen is absent, or when only a 
limited supply is present. When the H'-ion concentration is greater than corre¬ 
sponds with ^>h~ 3*0, and in the absence of strong oxidizing agents, the higher oxide 
is unstable, and is largely reduced to the ferrous state. With conditions unfavour¬ 
able for the existence of the higher oxide, the iron behaves like the electrode 
Pe-l-H.2O->Fe(OH)*-l-H*+20; and the electrode Fe02+3H*-f 2^ )-->Fe(OH)‘ 
+H 2 O is present before the iron behaves as a hydroxyferrous ion electrode. The 
cathode potential of the latter electrode is greater than that of the electrode Fe 02 
-f-4H*-j 4(J:;'"^Fe-f 2 H 2 O until the electrode Fe+H20->Fe(0H)'-f ir~|-2H) is 
established ; the hydroxyferrous ions are produced except in alkaline soln. where 
they are catalytically oxidized to the higher oxide through the intermediate 
formation of a peroxide. When the hydroxyferrous ion electrode is established, it 
is assumed that there will be both the higher oxide electrode and hydrogen electrode 
to behave as cathodes. 

The iron electrode has its greatest anode potential when it is covered with a film 
of water, because the lack of polarity in the film prevents the dissolution of the 
Fe 02 andthe presence of Fe 03 "-ions; that is, the reaction Fe 02 + 20 H'—Fe 03 '+H 2 () 
is suppressed because of the lack of OH'-ions, and the electrode Fe-f H20-^Fe02 
4-4H‘+40 has its greatest potential because of the small concentration of the 
H*-ions. The iron electrode has its greatest cathode potential when it is covered 
with a cone, acid soln. of a strong oxidizing agent. There is then built up a high 
local concentration of Fe"*’-ions, on account of the solubility of FeOo in cone, acid 
soln., according to the reaction : Fe02-l-2H20“->Fe’"*“[-40H', and the stability of 
the Fe* ‘-ions, in the presence of a strong oxidizing agent. 

In J. F. Ghittura’s theory of passivity it is assumed that ordinary iron is passive, 
and the active iron is the result of a chemical reaction in which iron behaves as a 
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higher oxide electrode, aud dissolves in the higher state of oxidation. The time 
observed by W. J. Muller to be required for the production of the passive state by 
anode polarisation is the time it takes a reversal of the electrode Fe02+3H*>t 2^ ; 
->Fe( 0 H)*+H 20 to raise the concentration of the higher oxide until the iron behaves 
as the electrode Fe+2H2O-^FeO2+4H*+40. 

U. R. Evans pointed out that high H*-ion cone, and low current density favour 
anodic corrosion at a high efficiency, while a low H*don cone, and high current 
density favour passivity. Under intermediate conditions it is sometimes possible 
to produce a condition of periodic dissolution in which the iron alternates periodically 
between the active and passive states —periodic passivity, Fig. 406, by A. Smits 
and C. A. Ij. do Bruyn. The phenomenon was first mentioned by G. T. Fechner 
in 1828. Observations were also made by A. Adler, M. Faraday, (1 Fredenhagen, 
H. L. Ileathcote, E. S. Hedges, J. F. W. Herschel, J. P. Joule, R. Kremann, 
W. Kistiakowsky, A. J. Maas, W. Rathert, W. Rollmann, and C. F. Schonbein. 
.1. F. W. Herschel noticed that the current sometimes surges back and forth, and 
the evolution of gas shows similar pulsations, somewhat resembling those obtained 
by A. Avogadro with an iron-bismuth couple in cone, nitric acid. A. Smits and 
0. A. L. de Bruyn pointed out that since the passive state of iron can be removed by 
bringing the metal in contact with soln. containing halogen ions, it might be possible 


Fig, 40C.“ Periodic Passivity. 



to set out periodic phenomena which would make their appearance if the halogen 
ions were added to the electrolyte during anodic polarization. When iron is anodically 
])olarized in a soln. of ferrous sulphate, and a soln. of ferrous chloride i^ introduced, 
the catalytic influence of the chlorine ions manifests itself in a fall of potential ; if 
the addition of ferrous chloride is continued, at a given stage, a rapid fall of potential 
occurs as the iron passes from the passive to the active state. For a gi\ ( ii rate of 
dissolution of iron, determined by the current density, there exists a (1'-ion cone, 
at which, at any given moment, the chance of iron remaining passive is just equal 
to its becoming active. If, at this moment, activation occurs, then wliiLst the ion 
anode dissolves extremely slowly when in the passive state, when it becomes active, 
it passes into soln. at a rate which corresponds with the strength of the current. 
The influence of Cl'-ions on the anode now changes, for the extent to which the 
OT-ions dissolve in the metal depends on the rate at which the metal ions pass into 
soln. If this rate be great, fewer Cl'-ions can be divssolyed in the metal surface than 
when the rate of dissolution is small. This changes the state of the active iron. 
If the iron becomes passive, the soln. of Cl'-ions in the metal again becomes large, 
and at a definite moment activation occurs. By measuring the potent ial immedi.itely 
after the current is interrupted, A. Smits and C. A. L. de Bruyn observed that if the 
current density is not great enough to cause the iron to become passive, instead of 
being less negative, the iron becomes more strongly negative, showing that after 
anodic polarization, iron exhibits a change of potential in the opposite direction to’ 
that observed during the passage of the current. Immediately after the anodic 
polarization of iron, the potential passes through a minimum and then rapidly 
rises to its original value. The periodic phenomenon was investigated by 
M'. Ostwald, A. Smits and C. A. L. de Bruyn, E. S. Hedges and J. E. Myers, A. Adler, 
K. S. Hedges, R. S. Lillie, and C. Fredenhagen. 

R^ S. Lillie showed ceiTain analogies in the activation of passive iron and an 
irritable and conducting living element like a nerve fibre or a muscle-cell. Thus, 
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when paRHive iron wire is dipped into nitric acid of a concentration above a certain 
critical concentration, the activation is only temporary, and is followed immediately 
by an automatic return of the metal to the passive condition. Activation initiated 
at any part of such a wire is thus transmitted rapidly along its whole length in a 
wave-like manner, each region as it becomes active activating the region adjoining, 
and immediately becoming passive again itself. In order to maintain activity in 
the living system, constant repetition of stimulation is necessary, and, similarly, 
chemical activity in a passive wire immersed in nitric acid (sp. gr. 1*42) is an 
automatically self-limiting process, which can be maintained only by repeated 
contacts with the activating metal. After a wire has been activated in the usual 
manner, and has reverted to the passive state, it is found to be impossible to 
reactivate it until a definite interval of time has elapsed. 

0. Wetzlar could not detect any influence by a magnetic field on passive iron, 
but, according to Pk L. Nichols, R. 1 j. Nichols and W. S. Franklin, and T. Andrews, 
magnetization is also an activating agent, for magnetized steel bars are less passive 
in warm nitric acid than unmagnetized ones. Thus, T. Andrews found that iron 
which remained passive in nitric acid of sp. gr. 112 up to 90'\ became active at 5r^ 
wlu'Ti placed in a magnetic field. IT. (J. Byers and co-workers also observed that tin* 
current density required to make iron passive is increased when in a magnetic field. 
Thus, with 5 per cent, nitric acid, and with hard steels, the current densities in 
milliamps. per sq. cm. required to make the iron passive without a magnetic field 
were respectively 382 and 411 ; with a current for the N-pole, respectively 420 
and 466 ; and with a current for the S-pole, respectively 454 and 503. Hence, soft 
steel is affected to a greater extent than hard steel; and the positive pole of a 
magnet is more easily rendered passive than is the negative pole. H. Eggert 
observed that the anodic behaviour of iron in non-aqueous electrolytes is similar 
to what it is in aq. electrolytes. Z. C. Mutaftschieft observed that the rate ol 
attack of iron by nitric acid of sp. gr. 1*39 to 1*41 is not affected by the application 
of magnetic field, but with acid not sufliciently concentrated to effect passivation, 
the rate is much increased. G. Berndt, T. Gross, R. S. Dean, and U. Sborgi and 
A. Borgia also studied the effect. 

It is probable that most of the metals may be jiassivated under suitable con¬ 
ditions, for the phenomenon has been recorded with the metals tin, lead, cadmium, 
zinc, magnesium, silver, copper, tungsten, molybdenum, uranium, platinum, 
ruthenium, gold, manganese, vanadium, columbium, tantalum, bismuth, chromium, 
aluminium, iron, cobalt, and nickel. The most satisfactory tlicory to account for 
the passivity of iron assumes that it is due to the formation of a superficial film 
of a ])roduct of the action of oxygen on the metal. This, said M. Faraday, fits in 
with the general observation that the passive state is produced by oxidation pro¬ 
cesses ; that iron coated with oxide is insoluble in acids ; and that the passive 
condition disappears when the metal is polished. In 1836, in reply to a letter from 
C. F. Schonbein, M. Faraday wrote: 

My strong imf>res8ion is that tho surface of the [passive] iron is oxidized, or tiiat the 
surface particles are in such relation to tho oxygen of the electrolyte as to be equivalent to 
oxidation ; and having thus their affinity for oxygen satisfied and not being dissolved 
by the acid under the circumstances, there is no renewal of the metallic surface and no 
reiteration of tlio attraction of tho successive particles of iron on the elements of successive 
particles of the electrolyte. 

G. T. FechnOT, in 1828, tried and rejected the hypothesis that the passive state 
is due to the formation of a protective insoluble film ; and C. F. Schonbein contested 
M. Faraday’s explanation chiefly on the ground that the passive state persisted in 
dil. nitric acid which would be expected to dissolve a film of any known oxide if 
it were formed. M. Faraday, however, pointed out that his explanation had been 
misunderstood, for he meant not an actual oxidation hut a relation ; a delicate equili¬ 
brium of forces where there is association without combination. R. Borchers 
suggested that passivity is produced by the combination of oxygen atoms with 
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surface iron atoms, but B. Strauss failed to obtain any evidence of the formation of 
such a layer. E. Kamann assumed that the film is ferrosic oxide which dissolves 
in dil. but not in the cone, nitric acid; H. L. Heathcote found that the reverse 
is true of ordinary ferrosic oxide. The nature of the blue film which forms on iron 
which has been heated to about 290° approximates wFe 0 .Fe 304 , as indicated else¬ 
where, C. E. W. Belck observed that rods heated 15 mins, in air are passive to 
nitric acid of sp. gr. 1*2, and to a soln. of copper sulphate. F. Haber and F. Gold¬ 
schmidt suggested that the film is composed of an oxide Fe 203 . 2 Fe 304 , which is 
an electrical conductor. 11. L. Heathcote showed that highly polished rods, kept 
cool during the polishing, always show a dulling of the surface when immersed in 
cone, nitric acid. The oxide film hypothe.sis was favoured by IT. S. Allen, 
T. Andrews, W. Beetz, (\ W. liennett and W. S. Burnham, W. K. Dunstan and 
J. R. Hill, 0. Eisenhut, U. R. Evans and co-workers, F. Flade, (h Fredenhagen, 
H. Freundlich and co-workers, H. Gautier and G. Charpy, F. Goldmann and E. Rupp, 
(\ M. Gordon and F. E. Clark, G. Grube, F. Haber and co-workers, H. L. Heathcote, 
Fj. S. Hedges, N. A.Izgarischef!, W. Kistiakowsky, F. Krassa, B. Lambert, E. Liebreich 
and W. Wiederholt, L. McCulloch, W. Manchot, W. D. Richardson, E. Bietsch and 
E. Josephy, F. J. Micheli, E. Muller and F. Spitzer, W. Muthmann and F. Frauen- 
berger, H. M. Noad, E. Ramann, E. K. Rideal, W. Rollmann, R. Ruer, E. B. Schoch, 
L. IVonstad, G. Wetzlar, G. Wiedemann, and H. Wieland and W. Franke. 

W. J. Muller and J. G. Konigsberger found that the reflecting powers of iron 
mirrors are always the same when they have been immersed in alkaline soln., both 
in their natural condition, and when polarized anodically and cathodically. This 
was taken to prove that the passive state is not due to the formation of a film of 
oxide ; but A. Findlay showed that the argument breaks down because a film of 
molecular dimensions might suffice to produce passivity, a thickness of the order 
of the wave-length of light would be required to affect the reflecting power of the 
metal. H. Freundlich and co-workers have shown that the optical properties of 
passive iron are not the same as those of active iron. On admitting oxygen to the 
surfaces of mirrors of pure iron, a sudden change occurs in the phase relations of 
the two components of elliptically polarized light reflected from the metal. This 
is attributed to the formation of a film of oxide. The chemical activity of the iron 
at the same time is reduced so tliat the iron becomes unaffected by nitric acid of 
concentrations w^hich have a marked action on iron mirrors if introduced before the 
admission of oxygen. H. Freundlich and co-workers, F. Forster, E. Liebreich, 
L Langmuir, G. Patscheke, L. Tronstad, and H. S. Alien also showed that the 
surface of passive and active iron have different optical properties, although 
E. Becker and H. Hilberg could not find much difference. H. S. Allen found that dry 
active iron exhibits a considerably higher photoelectric activity than the metal 
which has been passivated by immersion in cone, nitric acid, or by anodic polarization 
in dil. sulphuric acid. He said that this is in agreement with the assumption that 
the cause of passivity is to be found in the condition of the gaseous layer at the 
surfaces of the metal. Analogous results were obtained by W. Frese. H. L. Heath¬ 
cote said that the assumption that passivity is produced by a protective film of 
gas does not explain how dry passive iron, rubbed lightly with cotton-wool, can 
retain its passivity in vacuo. W. J. Muller, W. J. Muller and W. Machu, and 
W. Machu discussed the effect of a surface film on the potential of a metal. 
E. Liebreich and W. Wiederholt measured the anodic and cathodic behaviour of 
iron in 1*0 2 iV-H 2 S 04 and found discontinuities corresponding with passivity 
which were explained by the formation of a film of a higher oxide. C. Benedicks 
and P. Sederholm, and H. Hauschild made observations on surface films. E. Rupp 
and E. Schmid studied the reflection of electrons from passive iron but could 
not identify the film which is formed with films of haematite or magnetite. 
J. Gillis, and F. Kruger and E. Nahring examined passive iron by the X-ray 
method and concluded that films of oxide thicker than 10“^ cm. are not present 
on the surface of the passive metal. ' This argument is not of much weight when 
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it is remembered, Hs pointed out by U. K. Evans, that it is highly improbable 
tliat films of this order of magnitude would produce the oxide lines in the X-radio- 
grams. The formation of invisible films of oxide on the surface of iron, etc., has 
been demonstrated by W. H. J. Vernon, H. S. Allen, W. Frese, E. Liebreich, 
W. Kistiakowsky and I. V, Krotoff, A. L. Bernoulli, T. Fujihara, and F. H. Con¬ 
stable. L. Tronstad added that the film of oxide on passive iron is not totally 
destroyed on activation, but it becomes porous and spongy ; on re-passivation, 
the holes are refilled with oxide, and the film becomes thicker. The film has an 
index of refraction of about 3*0, and is about 30 A. thick. The partial destruction 
of the film on activation is more pronounced on the grains of ferrite than on the 
grains of cemeiitite. W. Boas and E. Hupp found that iron of passive state 
yields several electronic beams in addition to those shown by iron in the active 
state. F. V, Bowden and E. K. Kideal found that the true surface area of metals 
greatly exceeds the apparent area, especially after abrasion or similar treatment, 
})resumably owing to the opening of innumerable fissures on the surface. 

U. K. Evans and co-workers also studied the distribution of the oxide films on 
such surfaces. U. R. Evans said : 

The ferric oxide film usually present on iron is rapidly destroyed by dil. sulphuric acid 
owing to the formation of the circuit: Fo | Acid | Oxide ; the ferric oxitle suffers cathodic 
reduction to ferrous oxide which is rapidly dissolved by tlie acid. If the reduction is 
prevented by the presence of an excess of chromic acid, or by anodic treatment of the speci¬ 
men as a wliole, the film can remain in contact with 0 *lil/-H 2 SO 4 for hours without change. 
This explains why iron can remain passive in acidic soln. during anodic treatment. The 
explanation of anodic passivity in acid solii. is as follows. When lead is anodically treated 
in sulphuric acid, the conversion of the metallic surface into sulphate will protect the metal 
below, but with an iron anode this will only occur wdien the liquid has locally boconu* 
saturated with ferrous sulphate. At that stage, any further current must 1)6 expended 
on the production of oxygen, and although the bubbles stir the liquid, dispelling the 
saturated layer, the metallic siu-face may in the meanwhile have been eonverted into ferric 
oxide, wliicli will protect the metal so long as the current continues to flow. Indeed, a 
short interruption of current can also be tolerated without resumption of ai'tivity, and this 
seems to depend on the presence of an oxygon supercharge, which prevents reduction to 
the rapidly-solublo, low^or oxide. 

U. ]{. Evans also observed that: 

The film produced by oxidizing agencies on metals necessarily ceases to thicken as soon 
as it becomes sufficiently protective to exclude the oxidizing agent. The considerable 
thickening of the film which occurs on freshly abraded iron proceeds tljrough the production 
of cracks duo to the internal stresses left by the abrasion ; only when this eraeking of the 
film has ceased will the thickening come to an end. Siia e a cracked film produces no 
passivity, coarsely ground metal requires a longer time to become passive than finely 
ground metal, and develops a thicker film, especially if substances be j)resent in the solution 
w hich are capable of penetrating the smallest cracks {e.g. chlorine ions). The films obtained 
from abraded specimens attain thicknesses of the order 10~® cm., and can bo isolated from 
their bases and studied. In the presence of a regulated amount of penetrating anions, the 
thickness may come to exceed 4 X 10 ® cm., and the films will then give rise to interference 
tints, (treat thickening is only to be obtained under conditions which render the material 
less perfectly ])rotective, and there is naturally some danger that the film will break down 
altogether. ITnder suitable conditions, however, considerable thickness may be reached. 
Specimens w ere prepared showing the eoinplete sequence of interference tints right up to the 
late second-order colours ; although produced at room temp., the sequence of colours is the 
same as that of the temper colour obtained at high temp, and the tints are, on the whole, 
brighter. 

According to W. Maiichot, 3 per cent, ozone in the cold acting on the surface of 
a metal covered with a thin film of oxide, produces a visible deposit of oxide. 
This occurs with iron which has been passivated by immersion in nitric acid, or 
anodically in dil. sulphuric acid, which instantly reacts with the ozone showing that 
its surface is coated with oxide ; but active iron shows no such sensitiveness towards 
ozone. E. Muller and F. Spitzer found that iron, cobalt, or nickel, when anodically 
polarized in alkali-lye, becomes coated with the respective oxides, and at the same 
time becomes passive. They also avoided the presence of the metal by examining 
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the behaviour of platinum electrodes coated with the oxides of the respective metals. 
These electrodes, on anodic polarization, behaved like passive electrodes of the 
metals themselves. All this is in agreement with the assumption that the passivity 
of the metals is produced by a coating of oxide. 

F. Haber and F. Goldschmidt showed that iron rendered passive by anodic 
polarization in alkaline soln. without losing its metallic lustre, becomes coated with 
a layer of hydroxide on adding halogen ions. F. Haber aad W. Maitland found that 
a very cone. soln. of alkali renders passive iron active and that it acts by dissolving 
a superficial film of oxide. P. Krassa showed that in boiling cone, alkali soln. 
polarization of the iron is followed by the anode becoming passive ; and the passive 
state is preceded by the formation of a visible coating on the metal. G. Grube 
found that in the electrolytic oxidation of ferrocyanides, anodes of iron, nickel, cobalt, 
copper, lead, and silver in neutral soln. of potassium ferrocyanide and ferricyanide, 
and anodes of iron, lead, silver, and zinc in alkaline soln. of the same salts, become 
strongly passive owing to the formation of an insoluble coating on the anode. In 
some other cases there was no evidence of the formation of an insoluble film, and 
passivity was ascribed to an oxygen charge retarding the liberation of the cations 
of the metal. E. S. Hedges concluded that passivity produced by anodic polariza¬ 
tion and by chemical means is the result of the formation of a film of oxidized 
material. 

W. Ostwald said that none of the known oxides can produce passivity, and 
therefore unknown oxides must be unstable because of the ease of the transition 
from the passive to the active state. According to C. W. Bennett and W. S. Burn¬ 
ham, the various objections which have been made to the oxide-film hypothesis do 
not apply if it be assumed that an unstable oxide is formed during the passivation 
of iron, and that this oxide becomes stable when it is absorbed by metallic iron. 
The surface film of the adsorbed unstable oxide protects the metal from the action 
of the acid. The increase in the stability of the oxide through adsorption is com¬ 
pared with the effect of sodium hydroxide on a boiling soln. of copper sulphate 
containing a small amount of manganese sulphate; a precipitate of blue copper 
hydroxide, Cu(OH) 2 , is obtained. Cupric hydroxide is probably precipitated if 
the manganese salt be omitted, but it is decomposed so quickly that cupric oxide, 
(hiO, alone appears as the product of the reaction. The manganese salt, if it be 
present, is absorbed by the cupric hydroxide which thereby becomes stable under 
conditions where it would be decomposed if alone. C. W. Bennett and W. 8. Burnham 
said (i) a considerable amount of oxide may be adsorbed without its changing the 
appearance of the surface. Iron becomes passive when dipped in a soln. of potassium 
ferrate, and it is assumed that the unstable oxide which produces passivity cannot 
be higher than Fe 03 , and possibly is Fe02. C. Fredenhagen also noticed that 
passive iron anode yields a substance which evolves oxygen when chlorides are 
present. This may be due to the hydrochloric acid formed at the anode reacting 
with the liigher iron oxide to furnish oxygen. Active chromium becomes passive 
in soln. of chromic acid or sodium chromate, and as in the case of iron in a soln. of 
potassium ferrate; it might be inferred that the oxide formed on the chromium 
cannot be higher than CTO3 ; but CrOa is soluble in the liquid, and therefore 

V. W. Bennett and W. 8. Burnham infer that the unstable oxide is Cr02, which, on 
adsorption by the metal, makes the chromium passive. When lead is passivated 
by making it the anode in an electrolyte of dil. sulphuric acid, the film of lead 
dioxide, Pb02, is stable, visible, and unquestioned. U. R. Evans and co-workers 
showed that the passive film after it has been separated from passive iron, consists 
of ferric oxide or in part of hydrated ferric oxide with some metal inclusions. 

W. D. Bancroft, and D. R. Hale found that iron rendered passive by anodic treatment 
has at first a high potential due to a surcharge of oxygen which may be present as 
an unstable higher oxide, but A. Smits pointed out that when the iron is allowed to 
stand, its potential sinks with a marked arrest at about A’ji=0-54 volt. Hence, 
added L. C. Bannister and U. R. Evans, if the original high value is due to a higher 
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oxide, tlie arrest represents the formation of ferric oxide ; the electrode potential 
is an unsatisfactory test for the oxygen-content of a solid phase ; and a higher 
oxide is not necessary for explaining passivity. W. J. Muller and W. Machu 
discussed the nature of the films on passive iron. The oxide-film hypothesis of 
passivity was opposed by G. T. Fechner, C. Fredenhagen, W. Hittorf, F. Kruger 
and E. Niihring, B. Lambert, M. Martens, W. J. Muller and J. Konigsberger, 
M. Mugdan, W. Muthmann and W. Frauenberger, J. M. Ordway, W. Rathert, and 
C. F. Schonbein. 

In W. Hittorf's so-called experimentum crucis to prove that the passivity of 
chromium is not due to a solid film of oxide, it was shown that chromium becomes 
passive when made the anode in a soln. of potassium iodide. The experiment is not 
really decisive, because the hydrogen liberated at the cathode does not reduce the 
film of chromium oxide which is probably formed on the chromium anode by 
depolarization of the oxygen present. Adsorption is usually decreased with rise 
of temp., and the liberated oxide being unstable when freed, is accordingly liable to 
decomposition. The gradual adsorption of the oxide would give a smooth voltage- 
current curve free from breaks, since the corresponding e.rn.f. would vary con¬ 
tinuously from that of metallic iron to that of the adsorbed oxide. The oxide film 
is not reduced by air, it merely decomposes liberating oxygen, just as many sub¬ 
stances liberate oxygen when they are oxidized to higher oxides which decompose 
readily back to the original oxide. The instability of wet passive iron in air or in 
vacuo is due to the gradual soln. of the adsorbed oxide in the liquid film ; a dried 
piece of passive iron is comparatively stable, for it can be kept indefinitely. Instead 
of assuming that the passivity of iron is produced by a film of oxide, others have 
suggested that a film of oxygen, or a film of a solid soln., or something less definite 
than the oxide is formed. This view was taken by H. G. Byers and S. C. Langdon, 
F. Flade, C. Fredenhagen, G. Grube, E. Jordis, I. Langmuir, W. Muthmann and 
F, Frauenberger, G. Osaim, P. de Regnon, E. Pietsch and co-workers, G. M. .Schwab 
and E. Pietsch, I. N. Stransky and Z. 0. Mutaftschieff, and G. Tammann. 

According to H, 0. Forrest and co-workers, the resistance of the staiidess 
chromium steels involves the building up of an insoluble oxide film on the surface 
of the metal. This film is dense, adherent and not penetrated by the corroding 
medium, so that it protects the metal from further attack. The rate of attack by 
oxygenated water during the initial i)eriod before the protective film is formed, was 
found to be of the same order of magnitude with 18*8 per cent, chromium-nickel 
steel, a 14 per cent, chromium steel, and an ordinary steel. B. Strauss, and 

R. Borchers attributed also passivation to the union of oxygen with the surface 
atoms of iron. 

E. St. Edme suggested that the film formed during the passivation of iron by 
nitric acid is iron nitride, not oxide. F. Hanaman discussed the passivity induced 
by nitridizing the surfHC(‘ of iron by heating it in ammonia gas. A, L. Bernoulli, 

S. W. Young and E. M. Hogg, A. Mousson, L. Varenne, and C. Fredenhagen said 
that a surface film of nitrous acid or nitric oxide will make iron passive. W. Beetz, 
C. F. Schonbein, E. Rainann, ajid M. Bibart did not agree. 

S. W. Young and E. M. Hogg regarded the passive state as the result of a 
condition of equilibrium between iron and nitrogen peroxide —vide supra. When 
iron is passivated in nitrogen peroxide, a weighable amount of the gas is absorbed 
by the iron, and on exposure of the passivated iron to moist air, drops of acid liquor 
are formed on the surface. Iron is capable of absorbing nitrogen peroxide from 
any soln. in which it is being produced, and the rate of reaction is thereby inhibited. 
The degree of inhibition will therefore be determined by the concentration of 
nitrogen peroxide which it is itself capable of maintaining. Since iron passivated 
by dry nitrogen peroxide is more persistently passive than that which is passivated 
in nitric acid, it seems probable that the amount of nitrogen peroxide absorbed by 
iron from even cone, nitric acid is relatively quite small. 

C. Fredenhagen said that the passivity produced by anodic polarization in 
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sulphuric acid is different from the passivity produced by immersion in cone, nitric 
acid, and he suggested that the passivity in the former case is produced by a layer 
of oxygen gas, and in the latter case, by a layer of nitric oxide. M. Mugdan also 
attributed the resistance of iron to cone, sulphuric acid to the passivation of the 
metal; he found that when opposed to the hydrogen electrode, the potential of 
soft iron in dil. sulphuric acid is 0-2 to 0*3 volt, and in the cone, acid, 0 04 volt; 
with cast iron the potential is —0*1 volt. 

M. P. Appleberg and S. H. Wilkes, and L. McCulloch attributed some cases of 
passivity to the presence of a sparingly-soluble sulphate film. J. A. N. Friend 
supposed that the passivity produced by chromic acid is due to the formation of a 
film of a chromate which is soluble in a soln. of sodium chloride. H. Braconnot, and 
M. Boutmy and M. Chateau assumed that the passivity in cone, nitric acid is due 
to the insolubility of iron nitrate in that menstruum, but A. Scheurer-Kestner 
showed that the extent of saturation of the soln. of iron nitrate in cone, nitric acid, 
of varying concentration, had no influence on the result. C. Tomlinson, in his work 
in cathansm - or the influence of chemically clean surfaces—said that there is no 
apparent difference between the adhesion of gas on chemically clean surfaces, and 
the liquid that holds the gas in soln. Cone, nitric acid is a powerful catharizer, and 
by making the surface of the iron chemically clean enables the acid to adhere to 
it with force. The formation of a nitrate is prevented because nitrates of iron con¬ 
tain at least 6 eq. of water of crystallization, and this is not present in the stronger 
acid. 

0. Sackur assumed that every electrode contains a certain amount of dissolved 
hydrogen formed by the interaction of H‘-ions in the electrol 3 rte. The H'-ion con¬ 
centration corres})onds with the equilibrium: M-f 2 ir=H 2 +M‘’ for a bivalent 
metal. The discharged anion- oxygen, halogen, etc.—reacts with and removes 
the hydrogen. To re-establish equilibrium the reaction proceeds in a direction 
from left to right, so that the anodic dissolution of the metal is supposed to be a 
(hemical process. Passivity is produced by a slow rate of reaction between the 
hydrogen and the discharged anion, so that the latter—oxygen, etc.—accumulates 
on the electrode. Other forms of this hypothesis were suggested by F. Haber 
and J. Zawadsky, M. le Blanc, E. P. Schoch and co-workers, C. Fredenhagen, 
11. Kreusler, W. Muthmann and F. Frauenberger, D. Reichinstein, F. Forster, 
E. Grave, J. Stapenhorst, A. M. Havsebrink, and G. C. Schmidt. 

A. Finkelbtein attributed the active state to ferrous iron, and the passive state 
to ferric iron. The inference was based on the change in the electrode potential 
of iron in mixed ferric and ferrous chloride soln. as the relative proportions of the 
two salts varied. He regarded ordinary iron as a mixture of ferrous and ferric, 
whilst ferric iron was considered to be a noble form of the metal produced by a 
process of oxidation in the passivifying liquid. The ordinary contact e.m.f. measure¬ 
ments j)lace iron near tin in the Volta series, and electrolytic measurements place 
it near tin in the electrode potential series. This makes ordinary iron appear to be 
in the ferrous state. According to J. G. Brown, the general chemical properties 
of iron are more like platinum than tin, and it is more likely that ordinary iron is 
essentially ferric, and passive, while active iron is ferrous, and the conditions sur¬ 
rounding the surface of ordinary iron are such that when dissolving, it sends ferrous 
ions into soln. A similar hypothesis was favoured by H. Westling, and W. J. Muller. 
R. Muller represented the activation of iron as involving the electronic change 
FeF”Fe"-|-26, and the passivation, Fei^Fe*''-f Se, so that the change from the 
active to the passive state is represented by the equation: Fe*‘;F^Fe“'H-€. 

J. B. Senderens, A. Skrabal, J. S. de Benneville, and W. Hittorf seem to have 
believed that the passive state is produced by the formation of a surface layer of 
allotropic iron. 

Tliere are many references in which the passive state is vaguely attributed to a 
physical alteration of the surface of the iron. G. Wetzlar attributed the passivation 
of iron to the assumption of a negative electrical state by the part immersed, while 
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the part not immersed assumes the positive state ; J. F. W. Herschel, to a permanent 
electrical state of the surface of the metal; J. M. Ordway,“ to a molecular change 
induced by momentary electric action set up on first contact of the acid with the 
metal ” ; J. F. DanieU, to a change in the relation of the metal to hydrogen and 
oxygen, possibly as a result of some difference in mechanical structures; 
J. H. Andrew, to the potential difference between the hydrogenized, amorphous, 
intercrystalline cement, and the hydrogenized, crystalline phase; and G. C. Schmidt, 
to the change in the surface tension of the solid metal. 

In the electronic theory of A. S. Russell, it is assumed that the orientations of the 
electrons in the active and passive metal are different. The subject was discussed 
by 1. N. Stransky and Z. V, Mutaftschieff, W. 1). Lansing, R. Swinne, U. Sborgi, and 
A. Smits. M. le Blanc assumed that active iron sends ions into the electrolyte, 
and that in the case of metals which tend to become passive, these ions combine 
only very slowly with water: lon+water^Ion hydrate. Accordingly, the con¬ 
centration of free ions at the electrode becomes so great, and the potential difference 
between electrode and soln. becomes so large, that the discharge of anions or of 
oxygen begins. This hypothesis of passivity is based on the observation that even 
when the ion concentration at the electrode is sufficiently large, polarization occurs 
both at the anode and cathode in many cases where it was not previously suspected. 
To explain the facts, a difference between free and hydrated ions is postulated, and 
it is assumed that the hydration and dehydrations of ions is a relatively slow process. 

In the so-called internal equilihrkun iheory, A. Smits assumed that in addition 
to uncharged atoms and free electrons, iron contains two kinds of ions of different 
valency—a, or base ions, and j8, or noble ions - which are in equilibrium. The 
passive state is assumed when the state of equilibrium is disturl)ed. During the 
anodic dissolution of the metal, polarization occurs because the a-ions dissolve more 
rapidly than equilibrium can be established, and the j8-ions collect on the surface 
of the metal and so make it passive. It also explains why passivity is a surface 
phenomenon. Ordinary iron always contains hydrogen, and H*-ions, like halogen 
ions, greatly accelerate the change from the passive to the active states, i.e. they 
catalytically accelerate the conversion of a- into jS-ions until equilibrium is estab¬ 
lished. In the anodic soln. of iron, when the current density is such that oxygen is 
evolved at the anode, all the hydrogen ions, normally present in ordinary iron, are 
expelled from the surface, and the disturbance of the state of equilibrium between 
the a- and j8-ions reaches a maximum, and the metal becomes passive. The hydro¬ 
gen soon diffuses from the interior to the surface where it catalytically accelerates 
the re-establishment of equilibrium, and the metal becomes active again. When 
iron is immersed in cone, nitric acid, the a-ions dissolve with great rapidity and 
H’-ioiis are removed from the surface of the metal so that the passive condition is 
established; with a soln. of ferrous chloride, a-ions dissolve rapidly but passivity 
is not produced because both the chlorine ions and the halogen ions catalytically 
accelerate the change from the passive to the active state, and jS-ions never accumu¬ 
late on the surface to produce the passive state. The subject was discussed by 
H. Gerding and A. Karssen. 
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§ 27. Alloys and Intermetallic Compounds of Iron. 

Jt was recominondecl by C. Hatchett (1803) that a systematic examinalit)n of all 
alloys of metals should be carried out, proceeding from tho most simple binar\ oni's to 
more complicated ternary or quaternary ones. He can hardly have been a''varo of the 
extent of his yiroposed inquiry. If we oix'rated upon only tliirty of the known metals, 
the number of possible selections of binary allots would be 435, of t(*rnar} alloys, 4060, 
of quaternary, 27,405, without paying any regard to the varying proportions of tho metals, 
anci only regarding the kind of metal. If we varied all the ternary alloys by quantities 
not less than 1 per cent., the number of these alloys would be 11,445,600.- -W. S. Jevons, 

J. Tj. Gay Lussac and L. J. Thenardd iind J. H. Hassenfratz obtained an iron- 
potassium alloy in preparing pota.ssium by the action of iron filings on potassium 
hydroxide, where the vapour of potassium happens to come into contact with the 
iron in the cooler part of the furnace. The alloy is said to be whiter than iron, 
malleable, and so soft that it will take an impression from the nail. It is also 
more fusible than iron ; oxidizes in air ; and effervesces with water and dil. acids. 
C. Girard and J. Poulain obtained an iron-SOdium alloy or iron-potassium alloy 
by exposing molten cast iron to the vapours of the alkali metals at 5 to 6 atm. 
press. The same alloys were obtained by the action of sodium or potassium 
chloride or carbonate on heated iron ore, fuel, and flux. E. K. Smith and 
FT. C. Aufderhaar discussed the iron-sodium alloys. F. C. Calvert and R. Johnson 
obtained what they regarded as potassium triferride, KFcs, by heating a mixture 
of 12 gram-atoms of iron filings, 16 gram-atoms of potassium tartrate, and wood- 
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charcoal in a crucible. The regulus is hard, but it may be hammered and rolled. 

It is difficult to file. It readily oxidizes in air, and under water. If the charcoal 
be omitted from the mixture, F. C. Calvert and R. Johnson said that potassium 
diferride, KFe 2 , is formed. These observations all require extending and con¬ 
firming. P. OberhofEer discussed the binary alloys with the alkali metals. 
N. AgeefE and M. Zamotorin studied the diffusion of lithium into iron; and 
,1. E. Hurst, the effect of sodium and potassium on cast iron. 

Several reports of the analysis of ancient copper figures show the presence of 
appreciable quantities of iron. Thus, D. Forbes 2 obtained for a statue of Buddha, 
probably dating from about 900 B.c., found in the remains of a temple at Sooltan- 
gunge, on the Ganges: copper, 91*502 per cent.; iron, 7-591 ; silver, 0 021; gold, 
0 005 ; traces of manganese and nickel; arsenic, 0-079; sulphur, 0-510 ; and slag, 
0-292—sp. gr. 8-29 at 15°. The statue was probably cast from crude or unrefined 
copper, and was not an intentional alloy. H. Struve obtained from an ancient 
ornament of sp. gr. 7-224: copper, 89*7 per cent.; iron, 9-1; and tin, 0-63. 
R. Budelius, V. A. Skinder, and R. Hunt also described some ancient, ferruginous 
bronzes from Russia ; and W. Flight, an ancient Egyptian, ferruginous bronze. 
Alloys of iron with more or less copper were examined in a desultory manner from 
the seventeenth through the eighteenth and nineteenth centuries ; and from 
published work over that period, it is impossible to form a clear idea of the influence 
of copper on iron and steel. J. E. Stead has collected a number of statements, 
mainly from different metallurgical textbooks, which emphasize the extreme 
views held by different writers on the subject. L. Savot (1627) referred to some 
properties of the COPP6r-iron alloys ; and G. Jars (1774) mentioned alloys con¬ 
taining about 1 per cent, of copper. T. Bergman made experiments on some 
alloys of copper and iron with and without arsenic, in an attempt to synthesize 
nickel. C. J. B. Karsteii observed that iron can take up only a very small pro- 
])ortion of copper, and copper, only a very small proportion of iron. M. Faraday 
and J. Stodart examined some alloys, and their properties were measured by 
R. A. lladfield. J. Riley said that when the two metals are melted together, the 
copper and iron separate from one another on cooling, but a perfect alloy is formed 
if aluminium be also present. F. L. Garrison found that 5 per cent, of copper will 
alloy with steel, but he doubted if a perfect alloy could be obtained with 10 per 
cent, of copper. J. 0. Arnold believed that free copper was present in iron con¬ 
taining 1-81 per cent, of copper. H. Schneider j)atented alloys of cast iron with 
5 to 20 per cent, of copper ; while 1). Mushet found that malleable iron can be 
alloyed with any proportion of coj)per until it equals or even exceeds the weight 
of copper. When steel is alloyed with 5 per cent, of copper, he said that none could 
be d(‘tocted on the surface or on the fracture ; with 10 per cent, of copper, streaks 
of copper appear on the fractured surface; and with 33-3 per cent., some of the 
copper segregates at the bottom of the ingot. The solubility of copper, in iron, 
decreases as the proportion of carbon in the iron increases. D. Mushet, J. E. Stead, 
P. Breuil, H. Wedding, and W. Muller also noted that the presence of carbon 
depresses the solubility of copper in iron. W. von Lipin found that grey Swedish 
])ig-iron could be alloyed with 5 per cent, of copper; iron with 0-13 per cent, of 
carbon dissolved 3-2 per cent, of copper; and iron with 0*43 per cent, of carbon 
dissolved less than 2 per cent, of copper. E. J. Ball and A. Wingham prepared 
alloys of steel with 0-8 to 7-17 per cent, of copper ; and J. E. Stead and ,1. Evans, 
steel with 0-5 to 1-3 per cent, of copper. V. (). Pfeiffer stated that when mixtures 
of iron and copper are melted in a magnesia crucible in an electric furnace, there 
is no depression of the f.p. of either iron or copper. Microscopic examinations of 
the products indicates that iron and copper are mutually insoluble, and that the 
supposed alloys are really solidified emulsions; the sp. gr. of the two fused metals 
being nearly equal, and the viscosity of the iron considerable, separation into two 
layers takes place, only very slowly. When sufficient time is allowed for the 
separation, the copper layer is found to be free from iron. In a similar manner. 
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copper and iron-carbon alloys are found to be mutually insoluble, although finely 
emulsified mixtures are readily obtained. P. Breuil said that castings containing 
less than 4 per cent, of copper show no segregation no matter what per cent, of 
carbon is present; steels with 0’103 to 0-173 per cent, of carbon showed no 
segregation with 32 per cent, of copper; steels with 0*282 to 0-798 per cent, of 
carbon gave a high segregation with 32 per cent, of copper—the lower part of an 
ingot contained 24-4 per cent,, and the interior 74-8 per cent. A. Riche also 
obtained a homogeneous alloy with 4-5 per cent, of iron ; but if the alloy be kept 
molten for some time, the iron tends to accumulate in the upper layers. T. W. Hogg 
observed no signs of the segregation of copper in steel containing 0-05 per cent, 
of carbon; atid W. Miiller, no signs of separation with 7-7 per cent, of copper in 
iron with 0-14 per cent, carbon and 0-09 per cent, of sulphur. J. E. Stead added 
that some of the conflicting statements on the effect of copper on iron have arisen 
through overlooking the effect of carbon in preventing the two metals alloying. 
Pig-iron alloys with only a small quantity of copper, whereas purified iron will 
alloy with any proportion. 

Alloys of the two metals were obtained by direct fusion by J. Percy, J. E. Stead, 
R. Sahmen, A. Portevin, and E. Martin ; F. H. Wigham, F. Dannert, P. Oberhoffer, 

and J. Riley obtained the 
alloy by the simultaneous ad¬ 
dition of a small proportion 
of aluminium; C. Gautsch 
recommended adding 2*5 per 
cent, of sodium hydrocar¬ 
bonate when the two metals 
are being alloyed. D. Mushet 
obtained alloys by reducing 
iron-copper pyrites; F. Mahla 
heated a mixture of cupric 
and ferric oxides to redness 
in a stream of hydrogen; 
H. Wedding and W. Muller 
reduced the mixed oxides by 
the aluminothermic process; 
,). J^. Darling added a mix¬ 
ture of cuprous oxide aud 
calcium carbide to molten 
iron, or a mixture of ferric 
oxide and calcium carbide to 
molten copper; E. Sperry added potassium ferrocyanide to molten copper, 
G. Wetzlar put a strip of iron in an aq. soln. of cupric tartrate and obtained 
brownish-black copper-iron, but F. Mylius and 0. Fromm could not confirm this. 

P. Siebe observed that iron has no action on electrol 3 d:ic copper below 1100'^, 
but ordinary “ tougli pitch ” copper with cuprous oxide, is rendered brittle and 
porous by contact with iron at 750°. This is attributed to the reducing action of 
hydrogen and carbon monoxide in the iron. F. Sauerwald and B. Janichen studied 
the adhesion of the particles of a compressed mixture of powdered iron and copper ; 
and H. E. Diiler, and M. I. Zakharova, the diffusion of copper in iron. G. Tam- 
mann and W, Oelsen found for the solubility, S per cent., of y-iron in coj)per 
between 850° and 1100°, log 3792-[“3-392 ; and for a^-iron in copper 
between 630° and 850°, log —4003r“i-[-3-574. It was found that 

y-iron a)3-iiou 

/ — ■* . . i ■ . f .-.All ,11 .Ml., I ■ I ■11 ^ 

1070 '* 980 '* 885 ** 852 *’ 852 '* 770 “* 080 '* 0 . 10 '* 

S . . 308 2-35 1-34 1-04 1-04 0-54 0-22 0-14 

and by extrapolation at 200°, .S’=0-0000127, and at 20°, 5-9x10-11. W. Koster 



Fio. 407.—Equilibrium Diagram of Copper-Iron 
Alloys. 
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represented the solubility of copper in a-iron by Fig. 408. The solid solubility of 
copper in a-iron at O'" to 600° is 0*4 per cent., and it then increases in accord with 
log /S=~4125r“^H-4*32 to 3*4 per cent, at the eutectoid temp., 810°. P. Siebe, 

F. Roll, and F. P. Zimmerli studied the action of copper on iron at a high temp. 
According to R. Sahmen, V. 0. Pfeiffer is wrong in his deductions on the nature of 
the alloys. The equilibrium diagram shows that there are two series of solid soln. 
with 0 to 3-5 per cent, and 97*3 to 100 per cent, of copper, respectively ; and the 
break in the cooling curve of alloys with 3-5 to 97’3 per cent, of copper shows that 
the alloy solidifies to a conglomerate of mixed crystals. By gradually adding 
copper up to 4 per cent., the transition point of y- to jS-iroii is lowered from 878° 
to 715°, and remains constant on further addition of copper. If, however, the 
solidified alloy is heated for some time at 900° to 1000° and again cooled, the 
transition takes place at 790°. The change from jS- to a-iron has been followed by 
magnetic observations. It occurs about 790°, and is not influenced by the presence 
of copper, so that the latter is not miscible in the solid state with a-iron. R. Ruer 
and C. Fick found that the f.p. curve of the iron-copper system. Fig. 407, shows 
that three series of solid solii. are formed, one of which is restricted to a very small 
range of composition at the copper end. R. Ruer 
and F. Cloerens observed that the f.p. curve is 
not horizontal but extends from 24 per cent, of 
copper at 1450° to 70 per cent, of copper at 1375°. 

R. Ruer and C. Fick observed that two liquid 
phases are formed, and the separation occurs as 
soon as carbon is added, even when the quantity 
IS only 0*02 per cent. The action of carbon may 
be merely a deoxidizing one, removing the films 
of oxide which hinder intermixture of the two 
emulsified liquids. Copper retains iron in solid 
soln. up to between 1 and 2 per cent., whilst the 
iron-rich solid soln. contains about 20 per cent, 
copper at 1440°, and a much smaller percentage 
at lower temp. The magnetic change point is 
lowered to 760° by copper. R. Ruer and F. Goerens 
added that on solidification, the iron-copper 
system behaves as if it were a system with three 
or more substances and, so far as the observations 
go, does not fit in with the phase rule. The 
absorption of impurities during the process of 
melting, in amount sufficient to explain the phe¬ 
nomena, could not be established. It must there¬ 
fore be assumed that a mol. complex is formed which, on account of its slow velocity 
of production and decomposition, plays the part of a tliird substance, but further 
confirmation of this view was not obtained. C. Benedicks discussed the apparent 
breaks in the liquidus curve of iron-copper alloys. L. Nowack, G. Masing, S. Ko- 
dama, I. Kotaira, A. Muller, and R. Ruer and J. Kuschmann sIiowhhI that the limited 
range of miscibility of the tw’o metals in the molten state cannot l)e explained away 
by assuming that it is caused by segregation during solidification. The subject was 
studied by H. Buchholtz and W. Koster, and E. L. Reed. 1). Hanson and 

G. W. Ford found that solid copper dissolves about 4 per cent, of iron at 1100°, 
and the solubility falls to less than 0*2 per cent, at 750°. A. Muller observed that 
when an alloy of equal proportions of the two elements is heated at various temp., 
the structure of the cold product show^s that the lower critical temp, for the 
immiscibility is about 1520°. Carbon reduces the immiscibility because it is 
soluble in iron only. F. Ostermann observed that the two elements are miscible 
in all proportions in the liquid state, that in the presence of carbon, there is a 
range of temp, within which the two metals are immiscible. On adding manganese, 
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this range of immiscibility disappears. A. S. Russell observed that where an 
amalgam of the two metals is exposed to an oxidizing agent, the copper is alone 
oxidized uhtil the at. proportion becomes Cu: Fe, when both metals are after¬ 
wards oxidized at the same rate, in agreement with the assumption that a 
compound CuFe is formed. A. Muller studied the subject. 

According to F. Osmond, as the proportion of copper rises, the arrest A 3 is 
lowered 40° to 50° in a steel containing 0-847 per cent, of copper; and in a steel 
with 4-10 per cent, of copper, the arrests A 2 and A 3 , coincide at 730° to 720°; 
whilst Ai is lowered to 625°-600°. The effect of copper on the allotropes of 
iron thus resembles that of carbon but to a less degree, and its influence on the 
recalescence is similar to that of manganese and nickel. The elements may be 
arranged in two groups : (i) those with at. vols. less than 7*2, the value for iron-' 
e,g, C (3-6), B (4-1), Ni (6*7), Mn (6-9), and Cu (7-1); and (ii) those with at. vols. 
greater than that of iron— e.g. Or (7-7), W (9-6), Si (11*2), As (13*2), P (13-5), and 
S (15-7). The elements in the first group retard the conversion of jS- into a-iron, 
and that of temper carbon into annealing carbon. Hence, if the rate of cooling is 
equal, they increase the proportion of ^-iron in the cooled metal, and consequently 
also its hardness; and they are therefore equivalent in effect to a higher or lower 
degree of tempering. Elements with a higher at. vol. than iron tend to raise, or 
keep at its normal temp., the conversion of jS- into a-iron, and hence they render 
the reverse change more or less incomplete during heating, and, as a rule, hasten 
the conversion of temper carbon into annealing carbon. They therefore keep the 
iron in the a-state at a high temp., and also at a low temp., and their presence in 
iron would be one cause of softness and malleability, resembling in tliis respect the 
operation of annealing, if it were not that their own properties and those of their 
compounds produce strongly marked secondary effects. P. Breuil also studied the 
effect of copper on the critical points of steel: (i) With steels having 0-103 to 0-173 
per cent, of carbon, no distinct change was observed with the Ar 3 and Ar 2 arrests, 
when the proportion of copper was below 8 per cent., but above that proportion, 
there is a long arrest at about 730° ; at 740° lor steels with 16 per cent, of copper ; 
and at 675° for steels with 32 per cent, of copper, (ii) With steels containing 
0-282 to 0-412 per cent, of carbon, the Ar^-arrest is lowered from 720° to 630° with 
steels containing 16 per cent, of copper ; and with steels containing 0-56 to 0-79 per 
cent, of carbon, the Ar^-arrest points all occur between 570° and 600°. A. F. Stogoff 
and W. S. Messkin found that with copper steels, having 0-7 to 1-2 per cent, carbon 
and 1 to 5 per cent, of copper, the Ar^-point is lowered and the temp, interval 
between the Ar^- and the Aci-points is lowered by increasing the proportion of 
copper. T. Ishiwara and co-workers studied the ternary system Cu-C-Fe, for 
alloys with up to 30 per cent, of copper. At 1100° there is an invariant point 
corresponding with a concentration of 4-3 per cent. C, and 3*3 per cent. Cu at the 
intersection of the eutectic and monotectic lines. The maximum concentration of 
the y-solid soln. is about 3-5 per cent. C and 3-8 per cent. Cu. The eutectoid line 
starts from the binary iron-copper eutectoid point at 2-3 per cent. Cu and 833° and 
gradually descends, the copper-content decreasing as the carbon increases. Addition 
of copper to steel lowers the A|-transformation point 20° with 2 per cent. Cu ; the 
eutectoid invariant point corresponds with a composition of 0-9 per cent. C, 1-75 per 
cent. Cu, and 97*35 per cent. Fe at 700°. Saturation of iron with copper to give a 
uniform solid soln. lowers the A 2 -point by about 10°. H. Wedding and W. Miiller, 
H. Buchholtz and W. Koster, A. Carnot and E. Goutal, K. G. Lewis, and M. Hama- 
sumi also made observations on this subject. H. Sawamura, J. W. Donaldson, 
and F. Roll found that copper decomposes ceinentite. E. Piwowarsky studied 
the action of copper in cast iron ; C. S. Smith and E. W. Palmer, the precipitation 
hardness; and G. Masing, the age-hardening of the copper-iron alloys. 

According to H. von Jiiptner, steel with 3*4 per cent, of copper and dissolved in 
hydrochloric acid, or an ammonium salt soln. and neutralized hydrogen dioxide, 
leaves fine, microscopic threads of copper. According to J. E. Stead, the micro- 
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graphical study of steels containing copper leads to the conclusion that tlie copper 
retards the formation of pearlite. The same steels, difEering only in copper, under 
like comparative rapid cooling, when cold, contain more difiused carbide when 
copper is present than when absent. With very slow cooling, the carbides appear 
to separate equally well in both the cupreous and normal steels. This peculiarity 
explains why annealing and slow cooling have the marked softening effect. The 
growth of the crystalline structure was discussed by R. Kuhnel. P. Breuil con¬ 
cluded that the copper steels commercially capable of application are analogous to 
ordinary steels from the point of view of their micro-structures, but their con¬ 
stituents are finer. The presence of copper increases the quantity of pearlite in 
the steels, and to some extent it causes the steels to be more highly carburized, and 
consequently harder. With copper up to 4 per cent., these steels contain no free 
copper, that element being dissolved in the iron. When the proportion of copper 
is between 4 per cent, and 8 per cent., saturation occurs ; when over 8 per cent, of 
copper is present, free copper separates out in fibres in the case of soft or semi-soft 
steels, and in nodules in harder steels. Liquation is the more noticeable in the 
ingots in proportion as they contain a high proportion of carbon. When the ingots 
contain 25 per cent, of copper, liquation is strongly marked, and the ingot is found 
to consist of two distinct portions, clearly defined. The great hardness of some of 
these steels after rolling might lead to the supposition that they were martensitic ; 
but this is not so ; they contain fine-grained pearlite. W. Muller reported that the 
structure of iron containing copper and sulphide of copper is irregular with respect 
to the size and joining of the ferrite crystals: the crystals interlock with one 
another with curved junctions, and this explains the higher tensile strength of iron 
containing copper as compared with iron containing no copper. The sulphide of 
copper and the copper itself prevent the formation of pearlite; instead of pearlite, 
crystals of cementite are f •rmed. The greater hardness of iron containing copper 
and sulphur is due to thk fact. Copper and sulphide of cojiper distribute them¬ 
selves mainly between the crystals of ferrite which they envelop, tliiis affording 
an explanation of the fact that red-shortness is prevented. In alloys of iron con¬ 
taining 22-2 and 61*7 per cent, of copper, the bulk of the copper is distributed in a 
similar form surrounding the large crystals of ferrite. In copper containing 7 per 
cent, of iron it is still possible to discover microscopic traces of copper sulphide, 
even when the percentage of sulphur is only 0*024. The subject was discussed })y 
J. R. Cain, and W. Herwig. 

According to R. Sahmen, the colour of polished surfaces passes continuously 
from that of iron through various tints to that of copper; and the colour of an 
alloy with 10 per cent, of iron can scarcely be distinguished from that of copper 
alone ; an alloy with 20 per cent, of iron has a grey tinge ; and the colour of an 
alloy with 50 per cent, of iron resembles that of iron but has a pale reddish tinge ; 
and the colour of an alloy with 70 per cent, of iron cannot be distinguished from that 
of iron. The fractured surface of an alloy with 85 per cent, of iron is red, because 
the red crystals of the solid sbln. rich in copper are alone fractured, not those rich 
in iron. Observations on the colour were also made by D. Mushet, J. R. Stead, 
and P. Breuil. J. H. (barter studied the X-radiograms of the alloys. 

W. Brown said that the addition to iron of up to 1*5 per cent, of copper 
reduces the sp. vol. of iron 0*(X)05 c.c. per 1 per cent, of copper, while additions 
of from 1*5 to 4*() per cent, have no appreciable effect on the sp. vol. A 
steel with 0*68 per cent. C ; 0*36, Mn ; and 1*59, Cu, had a sp. gr. 7*8354, a sp. 
vol. 0*12763, and sp. ht., 0*1180; steel with 0*59 per cent. C; 0*32, Mn; and 
2*50, Cu, had a sp. gr. 7*8366 ; a sp. vol. 0*12761, and sp. ht. 0*1180; steel with 
0*17 per cent. C ; 1*04, Mn ; and 2*87, Cu, had a sp. gr. 7*8470, a sp. vol. 0*12744, 
and a sp. ht. 0*1178 ; while steel with 0*04 per cent. C ; 0*16, Mn; 1*00, A1; and 
3*75 Cu, had a sp. gr. 7*7479, a sp. vol. 0*12907, and a sp. ht. 0*1173. J. 0. Arnold 
made observations on the sp. gr. of the alloy. According to E. Sperry, the 
addition of 0*75 to 1*0 per cent, of iron hardens copper so that the metal can be 
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nliarpened to cut wood. R. lircuil obtained the results shown in Table LV for 
Hrinell's hardness witli a steel ball 10 imu. diameter and 3000 kgrms. press. 
H. Wedding and W. Muller observed that the presence of copper or copper sulphide 
hinders the formation of pearlitc, and promotes the formation of cementite. This 
helps to explain the greater hardness observed when copper and sulphur are present, 
but, us C. F. Burgess and J. Aston observed, not in the absence of either copper or 
sulphur. The sul)ject was discussed by G. A. Roush, A. Kussmann and B. Schar- 
noff, T. Isihara, G. Tammami, T. Usihara, F. Wever, R. S. Archer, E. K. Smith 
and 11. (\ Aufderhaar, K. Taniguchi, C. Pfannenschmidt^ W. Buchholtz, and 
W. Koster; and L. Grenet discussed the hardening of the iron-copper alloys ; and 
M. G. Corson, the ageing of the alloys. R. S. Archer observed no age-hardening 
with the copper-iron alloys. The viscosity of the alloys was studied by G. Drath 
and F. Sauerwald. 


Table LV.— The Hardness of Iron-Copper Alloys. 


Carbon (per cent.) 

Copper 
(per cent.) 

Rolled 

Reheated 

Quenched but 
not annealed 

Quenched and 
annealed 

0-103 to 0-173 

0-000 

143 

124 

207 

192 


0-490 

146 

143 

311 

311 


1-005 

14U 

146 

311 

277 


2-015 

202 

174 

311 

(34(5) 


3-997 

255 

183 

351 

325 

0-282 to 0-412 

0-000 

166 

166 

460 

418 


0-505 

202 

166 

627 

460 


1-005 

207 i 

196 

600 

495 


2-025 

269 

207 

817 

495 


4-009 

302 

212 

782 i 

782 

0-500 to 0-798 

0-500 

255 

228 j 

no mark 

555 


0-983 

302 

223 ’ 

J, 

555 


3-091 

418 

223 


600 


10-500 

430 

241 


782 


In 1627, L. Savot mentioned that blacksmiths experience a difficulty in working 
iron containing copper, so that cupriferous iron cannot be welded ; whilst in 1774, 
G. Jars reported that the general opinion in his time was that le cuivre est une peste 
pour le fer, but that actually small quantities of copper*improve the quality of iron, 
and that even 1 per cent, could be added without destroying the welding power 
of the metal. C. J. B. Karsten stated that the addition of 1 per cent, of copper 
sensibly diminished its welding properties; H. H. Campbell, that 0-2 to 0-5 per 
cent, of copper does not affect the welding properties of wrought iron ; A. Ruhfus, 
that ingot iron which has to be welded should not contain more than 0*3 per cent, 
of copper, and steel, no more than 0-4 per cent.; while A. L. Colby found that 
weld steel plates with 0*575 j)er cent, of orjpper passed the regulation welding and 
flanging tests satisfactorily. Hence, J. E. Stead concluded that if inucli more than 
0*4 per cent, of copper is present, the metal will not weld perfectly, but smaller 
quantities have no detrimental influence. With respect to the effect of copper on 
the hot working properties of steel, S. Rinman was not very clear whether or not 
copper produced red-shortness. D. Mushet found that 5 per cent, of copper made 
steel useless for forging, and the alloy must therefore have been very red-short; 
C. .1. B. Karsten, that 0*5 per cent, did not make malleable iron red-short, but 
1 per cent, did; V. Eggertz, that 0*5 per cent, of copper in malleable iron produced 
only traces of red-shortness, and added that the alloys are good for nothing. 
M. Faraday and J. Stodart said that the quality of the metal is not improved by 
adding 2 per cent, of copper. J. R. Breant added that 2 per cent, of copper makes 
steel brittle. J. Percy said that copper produced red-shortness; W. Longmaid, 
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that 0-02 to 0*8 per cent, of copper hardened inalleable iron without diminishing 
its toughness; H. H. Campbell, that best steel may contain 0*3 to 0-5 per cent, 
copper, but with 1 per cent., the metal cracks in rolling; S. Kern, that gun steel 
may contain 0*27 to 0-36 per cent, copper ; A. Willis, that 0-1 per cent, of copper 
did not produce red-shortness, while 0*3 per cent, caused a slight cracking; 
M. Choubley, that steel with 0*5 per cent, of carbon and 1 per cent, of copper 
rolled well; A. Wasum, that steel with 0*23 per cent, carbon was not made red- 
short by 0*802 per cent, of copper ; J. 0. Arnold, that steel with 1*81 per cent, of 
copper rolled well; A. L. Colby, that 0*6 per cent, of copper did not make steel 
red-short even when the sulphur was as high as 0*08 to 0*10 per cent. ; W. von 
Lipin, that 3 per cent, of copper in steel with 0*13 per cent, of carbon and 0 009 per 
cent, of sulphur did not produce red-shortness, although with 4*7 per cent, of copper, 
the metal cracked on hammering ; A. Riihfus, that only when the copper exceeds 
0*4 per cent, in ingot iron and 0*5 per cent, in carbon steels does the metal become 
red-short—provided the sulj)hur and phosphorus do not exceed 0 05 per cent. ; 
and (t. W. Sargent, tliat if carbon is less than 0*1 per cent, and manganese less than 
0*12 per cent., 0*5 per cent, of copper will produce red-shortness. The working 
properties were also discussed by C. F. Burgess and J. Aston. Hence, J. E. Stead 
concluded that 0*3 per cent, or even more copper does not produce red-shortness 
when the sulphur is low. 

V. Pfannenschmidt observed that copper augments the bending strength, and 
the tensile strength of cast iron. L. F. Burgess and J. Aston gave the results 
summarized in Figs. 409 and 410 

for the mechanical properties of nonnOi —^i^— t-t n,-. mn 

the copper-iron alloys. With re- - 4 - 

spcct to the influence of copper on ^ no000 --- 

the meclianical properties of steel j" -■ 4-1 7^ E. 

in the cold state, D. Mushet ol)- ^ 

served that alloys with 50 per cent. § 

of copper possess great strength; § 70000 ^ 

steel with 10 per cent, copper is § 

hard and brittle ; M. Stengel, that ^ /O 

the tenacity of iron is not affected ‘ I I M I I i I q 

by the presence of more than one- 0 ! I 3 ^ 5 6%Ni / 3 3 ^ 5 SXTh 

third per cent, of copper ; and 4IO.-TJ.0 Mechanical rn.perties 

tliat the quality of steel is not Copper-Iron Alloys, 

improved by the addition of copper. 

M. Krilowsky said that cast iron with 0*25 to 2*0 per cent, of copper is well 
adapted for casting; it scarcely contracts on solidification; it takes a fine 
polish, and hardens like steel; its fracture is bright and lamellar, and after slow 
cooling the fracture is dull and finely granular ; it can be readily turned in a 
latJie ; and it is somewliat malleable. The eastings as they leave tlie mould have 
a continuous, thin layer of copper on the surface. Observations were made by 
O. von Keil and F. Ebert, F. L. Garrison, A. L. C’olby, J. K. (5iin, and E. A. and 
L. T. Richardson. W. Longmaid found that small quantities of copper in malle¬ 
able iron increased the hardness without decreasing the ductibility ; F. Jj. Garrison, 
that copper in steel sensibly diminishes its tensile strength, but in some cases 
the metal is improved; E. J. Ball and A. Wingham, that copper increases the 
tenacity of steel; and II. Schneider, tliat copper improves the quality of steel. 
9. 0. Arnold found with purified iron, and with steel having 1*81 per cent, of 
copper and 0*1 per cent, of carbon, the elastic limit and tenacity are as 
follow: 
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Frcj^. 409 and 410.—The Mechanical Properties 
of Copper-Iron Alloys. 


Eluhtic limit 
(tons per sq. in.) 


Tt'Ufeile strenKtli 
(tons per sq. in.) 


Elontjaiion 
(per cent.) 


Reduction of area 
(per cent ) 


Pu, 1*81 per eoiit. . 
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H, 11. Campbell, for steel with 

Cu, 010 per cent. . . 27-4 19-7 27-52 66-30 

Cu, 0-35 „ . . 26-9 19-6 27-88 69-01 

A. Colby, for steels with 0*39 and 0*25 per cent, of carbon, and respectively 

Cu, 0-553 per cent. . . 17-16 29-25 31-12 61-92 

Cu, 0-565 „ . . 20-64 35-11 24-92 44-67 

Observations on cast iron and steel were also made by 0. Bauer and A. Siegler- 
schmidt, 11. Buchholtz and co-workers, G. H. Clamer, J. Evans, II. J. French and 
T. G. nigges, H. Genzmer, R. C. Good, L. Giiillet and M. Ballay, D. Hanson and 

G. W. Ford, J. p]. Hurst, F. Johnson, H. B. Kinnear, W. Koster, p]. Kothny, 
F. C. Lea, \V. von Lipin, G. Masing, E. Mauer and W. Haufe, W. Mauksch, 

H. jMuller, I. Musatti and G. Calbiani, F. Nehl, Z. Nishiyama, A. L. Norbury, 
C. rfannenschmidt, F. Rapatz and H. l^ollack, 0. Smalley. E. K. Smith and 
H. C. Aufderhaar, W. H. Spencer and M. M. Walding, J. E. Stead, K. Stobrawa, 
and A. P\ Stogofi and W. S. Messkin. M. Hamasumi found that the addition 
of up to 1 ])er cent, of copper increases the strength of cast iron containing 
1*87 per cent, of silicon, but proportions between 1 and 4 per cent, had very 
little influence. A. F. Stogoff and W. S. Messkin found that the hardness, 
yield-point, and tensile strength of copper steels- -with 1 to 5 per cent. Cu and 
0*7 to 1*2 per cent, of carbon — increase with increasing proportions of copper 
with annealed steels, but the elongation, impact strength, and reduction of area 
reach a maximum with about 3 per cent, of copper. In the case of hardened 
and tempered copper steels, the tensile strength increases with the copper-content 
when the structure is hypereutectoidal. Quenched and tempered steels have a 
high yield-point, and ultimate strength combined with a good elongation and 
reduction in area. J. E. Stead and J. Evans concluded that between 0*5 and,l*3 per 
cent, of copper has no deleterious effect on either the hot or cold property of steel; 
that a large proportion 2 per cent.™makes steel liable to be over-heated j and 
that on small proportions it raises its tenacity and the elastic limit, but, unlike 
phosphorus, it does not sensibly make the steel liable to fracture under sudden 
shock. Like carbon, it reduces the power of steel to extend under stress, but this 
is not pronounced when the proportion is small. The effect is more marked when 
large proportions are present. P. Breuil found that the tensile strength of copper 
steels, as rolled, appears to be greater in proportion as they contain more copper, 
and the difference is more manifest in proportion as the carbon is lower. Annealing 
leaves the steels with the same characteristics, but greatly reduces the differences 
observed in the case of the untreated steels. Quenching restores the differences 
encountered in the case of cast steels. Copper steels with a tensile strength equal 
to nickel steels can be obtained. The resistance of copper steels to shock shows 
that they are no more brittle than nickel steels containing eq. percentages of nickel. 
The torsion tests give results similar to the tensile strength tests. Copper steels 
are capable, under torsional stresses, of undergoing a considerable degree of deforma¬ 
tion. F. Abbolito studied tlie resistance to wear. 

0. Bauer and H. Sieglerschmidt observed no effect with 0*55 per cent, of copper 
on the thermal expansion of cast iron, but it reduced the permanent elongation. 
As indicated above, W. Brown found that copper has very little effect on the sp. ht. 
of steel with a high proportion of carbon™ supra. J. T. Littleton found for 
light of wave-length 5893, and alloys with 27*6, 53-4, and 77*6 per cent, of iron, the 
respective reflecting powers 7^~52*8, 51*8, and 57*5 ; the coeff. of absorption 
Jc=2*lly 2-96, and 3*41 ; and the indices of refraction 1*77, 2-24, and 2*62, 
A. Matthiessen and M. Holzmann observed that the electrical conductivity of 
copper goes from 93*08 to 34*56 by the addition of 0*48 per cent, of iron, and to 
26*95 with 1*06 per cent, of iron ; and A. Matthiessen and C. Vogt, that a hard- 
drawn wire with 0*46 vol. per cent, of iron had a conductivity of 38*852~0*06034d 
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-|-0*0000812802, and between 0° and 100° it falls 13*44 per cent. Observations were 
made by G. A. Roush, V. 0. Pfeiffer, H. Biichholtz and W. Koster, and G. Taminann. 
The results of C. F. Burgess and J. Aston for the resistance, R microhms per cm. 
cube, are as follow : 

Cu . 0-09 0-20 0-42 0-80 l*5l 2 01 .3*99 5*07 7-05 94-34 per cent. 

R . 12-2 12-0 13-6 13-() 14-7 7-0 12 7 12-5 15-8 3-9 

}\ R. Kosting s results for the sp. resistance, in microlims per cm. cube at 20°, and 
the temp, coeff. in ohms per ohm per degree, are summarized in Fig. 411. G. Dillner 
observed that the electrical resistance of iron and steel is augmented by alloying 
it with copper, but, added M. Fric, the increase extends up to a maximum, expressing 
the sp. resistance in microhms per sq. cm.: 

Copper . per cent. 0-01 0-05 1-0 2-0 3-0 

jO-15 „ 13-81 15-00 10-09 17-40 

, 10-35 „ 10-95 17-09 18-78 19 01 — 

CarDon-^..^^ „ 20-55 22-03 21-13 -- 20-90 

11-00 „ 22-58 24-80 24-72 24-24 

r. Benedick’s rule that the electrical resistance of a steel at ordinary temp, is 
roughly R=7*6-f 26*8270, where, representing the percentages of tlie contained 
elements by their symbols, 27C^(J-i-(12/28*4)Si ^ 

4-(12/63*4)Cu + etc., was found by P. Breuil ^ ^0 

not to be applicable to copper steels, (b K. Bur- ^ ^ 
gess and J. Aston found an increase of 3 to 4 ^ ^ ^ 
microhms per cm. cube, and K. Ruer and p 
K. Fick, 4*0 microhms for additions of 1 per 
cent, of copper to iron. W. li. Keesom and f 20 
co-workers measured the thermoelectric force 
of the alloys against an alloy of silver and ? 10 

gold ; and A. Pepe, against iron and copper. 

P. R. Kosting studied the thermoelectric force 0 

against platinum. A. W. Smith studied the 
Hall effect. L. C. Banni.ster and U. li. Evans 411 -The Electrical Roaista.iec 
discussed the electrode potential of these alloys. ° 

G. Dillner found that 0*64 per cent, of copper had no effect on the magnetic 
properties of iron. R. Sahmeu observed that an alloy with 98*7 per cent, of copper 
IS magnetizable at room temp., and that the magnetism of alloys with 1 to 40*7 per 
cent, of copper vanishes at 795°. D. Mushet observed that alloys with 90 per cent, 
copper are magnetic ; and P. Breuil, that steel with 32 per cent, copper is magnetic 
in the cold ; and G. Tammann, that the magnetizability of the alloys rich in copper 
is possibly conditioned by the presence of crystals of a solid soln. rich in iron ; and 
that the temp, of magnetizability of iron is lowered 27° by 2*5 per cent, of copper. 

Tammann and W. Oelscn measured the sp. magnetization (gauss) of copper- 
iron alloys containing the following proportions of dissolved and total iron: 

Zbir 4 IS" ri(W)'’ 770" 880 1070* 

DisHOlvod Fo . . 0-14 0-14 U-14 0-54 1-34 3*68 

10*502 por cent. Fo 0-694 0-694 0-71.3 0-001 0*001 0*002 

CUIUHS 2-00 „ 3-64 3-72 3-72 2-85 1-238 0-019 

(4-50 „ „ 8-76 8-73 8-82 7-96 6-04 1-18 

G. F. Burgess and J. Aston measured tlie magnetization, or magnetic induction, 
R, of alloys of electrol}i^ic iron and copper—unannealed, annealed at 675° and 
1900°, and quenched from 900°---for magnetic fields of intensity H gauss, and the 
results are summarized in Tabh' LM ; while the results for the coercive force 
(^^max “200), and retentivity (^,nax.=^ 200) arc summarized in Table LYTI. The 
subject was studied by H. Bucbholtz and W. Ko^'ter. A. F. 8togofE and 
VV. S. Messkin found that with steels having 0*7 to 1*2 per cent, of carbon and 
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1 to 5 per cent, of copper, the coercive force, and the product of the coercive force 
and the remanence are increased more or less proportionally to the copper-content. 
Observations were also made by E. Gerold, A. Kussmann and co-workers, 
G. Tammann, A. D. Ross, E. Take, W. Koster, and W. Krings and W. Ostmann, 
while A. Kussmann and B. Scharnoff observed no relation between the coercive 
force and hardness. 

Table LVI.—Magnetization of CorPER-IitON Alloys. 


Copper 
[per cent.) 


i/ = 10 




100 


Not 

Annealed 

Annealed 

I Quenched 

Not 

( Annealed 

Annealed 

Quenched 


annealed 

at 675 ° 

at 1000'" 

from 900“ 

1 1 

annealed 

at 675“ 

at 1000“ 

from 900“ 

0 00 

13,100 

i 

10,000 

13,360 

1 1 

1 11,800 

18,850 

( 18,850 

18,200 

18,150 

0-00 

2,t)00 1 

5,700 

7,600 

' 9,200 

17,600 

1 18,350 

17,400 

17,600 

0-20 

7,700 

5,700 

10,700 

10,300 

18,100 

18,350 

17,650 

17,700 

0-42 

10,150 

10,950 

11,700 ! 

11,500 

17,100 

18,500 

17,700 

17,800 

0 80 

7,700 

1 0,300 

10,700 

11,000 

17,100 

18,550 1 

17,550 

17,800 

0-01 

2,900 I 

I 6,300 

5,500 

9,200 

17,100 

18,060 

17,460 1 
17,250 

17,650 

1*51 

5,600 1 

! 4,300 

3,500 

8,200 

18,100 

! 18,200 

17,400 

2-00 

4,500 ' 

' 5,000 

5,500 

5,600 

17,050 

18,250 

17,100 

17,200 

3-99 

i 4,500 i 

5,700 

4,900 

4,100 

16,800 

18,050 

17,060 

17,400 

5-07 

2,900 

4,300 

3,000 

2,950 

16,250 

17,650 

16,700 

17,000 

(>•16 

4,500 

4,300 

2,200 

2,400 1 

16,550 1 

17,400 

16,200 

1 16,350 

705 

400 

3,000 

2,400 

2,950 1 

14,900 

17,200 

16,500 

16,150 

94-34 

0 

0 

0 

0 1 

0 

0 

0 

1 0 


Table LVII. —Coercive Force and Retentivity of Copper-Iron Alloys. 


Coenive Force Ketentlvity 


(l>er (♦ nt.) 

Not 

annealed 

Ann( aled 
at (i75“ 

Annealed 
at 1000° 

Quenched 
from 900° 

Not 

annealed 

. .. 

Annealed 
at 675° 

Annealed 
at 1000° 

Quenched 
from 900® 

0-00 

6-6 

6-2 

3-1 

2-5 

12,300 

13,800 

10,000 

8,000 

0-09 

13-0 

8-7 

12-1 

4-3 

12,700 

12,000 

10,100 

8,400 

0-20 

7-0 

9-3 

4-0 

3-5 

11,100 

13,300 

8,400 

8,400 

0-42 

7-0 

6-0 

3-7 

3-6 

9,900 

13,300 

8,600 

9,300 

0-80 

9-5 

9-5 

4-1 

4-3 

11,600 

14,900 

8,700 

9,100 

0-01 

14-0 ’ 

9-5 

1 8-8 I 

1 5-4 

1 11,100 i 

14,500 ! 

10,400 

8,700 

1-61 1 

1 12-8 

1 10-5 

11-3 I 

7-3 

1 11,100 

14,300 ' 

12,400 

12,600 

200 : 

10-7 

, 10-0 i 

1 9-0 1 

8-3 

, 10,200 

12,800 

10,200 

9,900 

3-99 

6-0 

' 9-8 

, 9-3 

9-7 

9,200 

13,200 

11,100 

11,300 

5-07 i 

5-7 

1 10-9 

' 11-5 : 

11-2 

1 8,300 

13,200 1 

11,600 

11,700 

6-16 

1 12-5 

1 10 5 

11-8 

11 8 

1 9,300 

11,600 

11,800 

12,100 

705 

1 12-5 

13-2 

12-5 

12-6 

7,700 

12,600 

13,100 

11,300 

94-34 

Nono 

‘ 200-1- 

1 200 1 

1 200-f 

None 

! 600 

1 

300 

400 


According to «1. E, Stead, the surface of alloys of 8 to 97*2 per cent, of copper 
readily tarnished because of the presence of crystallites of iron ; and alloys with 
0 to 8 per cent, of copper oxidize when melted more rapidly the more copper they 
contain. C. J. B. Karsten reported that copper is an undesirable element in steel 
because it makes the metal corrode more rapidly; but later observations have 
shown that this is not always a valid deduction, since the early cupriferous steels 
seem to have had sulphur associated with the copper. 1. Kotaira found that when 
a cupriferous steel is oxidized at 1000° for 22 hrs., the surface oxide has only 10 to 
20 per cent, of the original copper, and the copper-content of the unoxidized steel 
increases 5 to 10 per cent. H. Kirscht studied the eSect of copper on the oxidation 
of iron. According to Carius and co-workers, the high resistance to rusting of 
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nteeln with 0*2 to 1*0 per cent, of copper, when exposed to a damp atmosphere, 
is due to the formation of a tenacious layer of cupric oxide below the iron scale 
which first forms. This layer is a secondary deposit produced by oxidation of 
the copper set free when the outer layer of iron oxide is formed. It is possible 
to arrange conditions to show that the copper liberated is first converted by 
the ferric ions into cuprous ions, which are immediately reduced so that the steel 
becomes covered with a film of copper, which then oxidizes to cupric oxide. In 
the presence of chloride ions the deposited copper is spongy and is rapidly con¬ 
verted into cupric hydroxide, which then accelerates rusting of the iron by the 
formation of local cells. P. Kotzschke found that 0*3 to 0*4 per cent, of copper 
decreased the corrosion of cast iron in the atmosphere, and that further additions 
of copper had no appreciable effect. The resistance to acids was not improved 
by the addition of up to 0*9 per cent, of copper. F. H. Williams found that soft 
Bessemer steel containing variable proportions of copper, on exposure to the atmos- 
spliere for a month during which the samples were wetted several times daily, the 
losses by corrosion were: 

Cojiper. . . 0 0-078 0-145 0-263 per rent. 

l., 08 s by eorrohioii . 1-85 0-80 0*75 0-74 ,, 

Observations were also made by J. E. Stead and F. H. Wigham, who found the 
corrosion, during 9 weeks’ immersion in a stream of tap-water, for steel with approxi¬ 
mately 0-990 {\ 0-463 Mn, 0-168 Si, 0-034 S, 0*021 P, and 0-010 and 0-460 copper, 
to be respectively 12-7 and 10*1 per cent. ; steels with 0-430 C, 0*910 Mn, 0*065 Si, 
0-030 S, 0-063 P, and 0-250 and 0*480 copper, to be respectively 10-6 and 8*9 per 
cent.; steels with 0*480 C, 0-933 Mn, 0*070 Si, 0*047 S, 0*084 P, and 0*033 and 0*889 
copper, to be respectively 12*0 and 13*5 per cent.; steels with 0*330 C, 1*090 and 
0*640 Mn, 0-028 Si, 0*118 and 0*055 S, 0*049 P, and 0*012 and 1*286 (^u, to be respec¬ 
tively 19-0 and 11*5 per cent. ; and 0*310 C, 0*676 Mn, 0-084 Si, 0*0475 S, 0*084 P, 
and 0*012 and 2*000 copper, to lie respectively 14*7 and 4*7 percent. The results 
with tidal river-water were similar. H. Wedding and W. Muller observed the reduced 
tendency of copper steels to corrosion or separation of copper sulphide and copper 
in the form of protective shells around the ferrite grains. I). M. Buck stated that 
the addition of 0*15 to 0*30 per cent, of copper to mild steel greatly increases its 
resistance to corrosion in air without interfering with its tenacity or ductility ; he 
also added that the addition of copper helps to neutralize the favourable effect of 
sulphur on corrosion ; S. J.;. Tfoyt also found 0*20 to 0-25 per cent, of copper enhanced 
the resistance of steel to atm. corrosion ; A. S. Cushman said that a small per¬ 
centage of copper restrains the corroding influence of the acidic atm. of manu¬ 
facturing towns ; but copper is not beneficial under all conditions, for corrosion by 
immersion in neutral, acidic or alkaline water is either not influenced or influenced 
tletrimcntally by copper. lie said : if it is desired to make a roof of sheet metal 
lor a building in a smoky atm., and not intended to galvanize or paint it, it would 
probably be best to select copper steel; but if it is intended to galvanize it or 
keep it painted with a good paint, pure iron would no doubt give the best results. 
(). Bauer concluded that in the presence of carbon dioxide and sulphur dioxide, 
in air, a slight percentage of copper or of nickel seems to have a beneficial influence, 
but the addition of copper to steel for the purpose of preventing or mitigating 
corrosion is not generally advisable. J. A. Aupperle and D. M. Strickland, M. Ballay, 
0. Bauer, O. Bauer and co-workers, F. K. Bell and W. A. Patrick, P. Breuil, 

1'. Carius, H. Cassel and F. Todt, E. L. Chappell, G. H. Clevenger and B. Ray, 

W. H. Creutzfeldt, A. S. (hishman and co-workers, K. Daeves, ,1. A. N. Friend, 
M. Orison and E. Lepage, K. A. Hadfield, H. Hebberling, W. Herwig, S. L. Hoyt, 
11. T. Kalmus and K. B. Blake, V. V. Kendall and F. N. Speller, W. Marzahn 
and A. Pusch, P. B. Mikailoff, F. Nehl, J. V. Neubert, II. S. Rawdon, 
E. A. and L. T. Richardson, W. D. Richardson, R. T. Rolfe, J. E. Stead, 

S. Steinberg, O. W. Storey, W. H. Walker, and II. Wedding made some 
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observations on this subject. M. Faraday and J. Stodart, and R. Mallet stated 
that alloys of iron with copper are less corrodible than iron alone. M. Ballay, 
D. M. Buck, C. Carius, E. Crowe, G. Dillner, H. T. Kalmus and K. B. Blake, 
W. Muller, J. V. Neubert, C. Pfannenschmidt, E. A. and L. T. Richardson, 
J. E. Stead and F. H. Wigham, S. S. Steinberg, W. H. Walker, H. Wedding, 
and F. H. Williams found copper made the alloy more resistant to corrosion : 
(i) copper increases the resistance of iron and steel to atmospheric corrosion, 
and its influence is apparent when the copper reaches only 0*03 per cent. ; its 
maximum effect is produced when only 0*05 per cent, is present, and the best 
amount for commercial steel is about 0*25 per cent, (ii) Steels with 0-05 and 
with 0*25 per.cent. of copper outlast iron containing 0*04 per cent, of copper, 
(iii) Sulphur in steel accelerates corrosion very markedly, and sulphur oxides in 
the air accelerate the corrosion of steel, but copper counteracts or retards both 
these effects. O. Bauer, R. A. Hadfield, and J. A. N. Friend found the differences 
to be too small to be able to state definitely that there is any improvement; wliilat 
A. S. Cushman said that copper is deleterious. According to F. K. Bell and 
W. A. Patrick, the rate of dissolution of the alloys in 28-7 per cent, hydrochloric 
acid decreased below the value for iron alone ; the first 0*5 per cent, of copper 
had the greatest effect since further additions of copper only increased the resist¬ 
ance to attack very slightly. Mere contact with copper wire reduces the rate of 
dissolution of iron in the acid, whilst platinum and silver are without effect. The 
results with 57 per cent, sulphuric acid were erratic. It is assumed that the retard¬ 
ing influence of copper is due to the dissolution of some of that metal which is at 
once re-precipitated in a finely-divided state on the surface of the iron ; it is then 
re-dissolved. The intermittent dissolution and re-precipitation of copper is said 
to be responsible for the retardation. J. A. N. Friend found that the addition of 
small quantities of copper to steel exerts a minor influence upon the corrodibility 
of the metal in neutral corroding media. In tap-water and in salt-water there is 
nothing to choose between the cupriferous steel and the wrought irons, all f)f which 
possess a slight advantage over the steels ; in the alternate wet and dry tests the 
non-cupriferous metals proved slightly superior. In all cases, however, the differ¬ 
ences are relatively small, being but slightly greater than the usual eccentricities 
manifested between different specimens of apparently similar metals. 0. Kotzsche 
and E. Piwowarsky observed that the addition of 0*3 to 0*4 per cent, of copper 
increases the resistance of grey cast iron to weather by 25 per cent., but up to 
0*9 per cent, of copper, the resistance to acid attack is unaltered, and the resistance 
to salt soln. is reduced. L. Aitchison found that the corrosion of copper steels 
represented by the loss in weight per 100 sq. cm. when left in the dark in 3 per 
cent, sodium chloride soln. and 1 per cent, sulphuric acid for 77 days, and 45 hrs. 


10 per cent, sulphuric acid, 

were: 




C .... 

. 1-18 

0-59 

0-38 

0-30 per cent. 

Cu . . . . 

. 0-48 

1-06 

2-52 

4-78 

NaCl .... 

. 1-86 

2-13 

2-31 

2-07 

•TT ( 1 pel* cent. . . 

. 15-1 

6-58 

9-45 

3-22 

. 58-3 

0-69 

0-92 

1-02 


Y. Utida and M. Saito measured the loss in weight, in grams per sq. cm., suffered 
when the alloy with about 0*05 per cent, of carbon, is exposed for 24 hrs. to 10 per 
cent. soln. of the different acids : 

Copper . 0 0*55 1 06 1-60 2-10 2-88 per cent. 

HNO 3 . 0-9380 0-2410 0-3820 0-4355 0-4875 0-6876 

HCl . 0-0712 0-0025 0-0027 0-0037 0-0031 0-0026 

H 2 SO 4 . 0-0990 0-0220 0-0162 0-0117 0-0098 0-011)7 

H. Endo's results, during 5 hrs.’ action at ordinary temp., are plotted in Fig. 412. 
In all cases there is a minimum corrosion with alloys containing 1 to 2 per cent, 
of copper. According to J. E. Stead and F. H. Wigham, steels free from copper 
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diasolved in dil. acids more quickly than those containing copper. C. F. Burgess 
and J. Aston found that with alloys of electrolj’tic iron and copper, containing : 

Copper . . 0 0*089 0*422 0*804 1*510 3*990 6*160 7*050 per cent. 

Acid corrosion 1*300 0*178 0*059 0*104 0*147 0*093 0*143 0*186 

Atm. corrosion . 0*449 0*254 0*268 0*259 0*225 0*171 0*200 0*161 

where acid corrosion refers to the loss in grams per sq. dm. when immersed for an 
hour in 20 per cent, sulphuric acid ; and atm. corrosion refers to the loss in kgrms. 
per sq. metre per year when exposed for 162 days 
from July to February. L. Schneider observed 
that with 10 per cent, sulphuric acid, soft basic 
steel with 0*01 per cent, of copper had a relative 
rate of corrosion of 120; pig-iron with 0-12 per 
cent, copper, 32 ; soft open-hearth steel with 0*14 
per cent, copper, 26 ; and soft basic steel with 0*2 
per cent, of copper, 19. P. Breuil observed that 
with dil. sulphuric acid, and different steels, the 
losses in weight taken as a measure of corrosion 
were those indicated in Table LVlll. There is a 
minimum corrosion with the steels with 0*156 to 
0*168 per cent, carbon when about 1 per cent, of 
copper is present, and with steels with 0*336 to 
0*400 per cent, carbon, when about 2 per cent, 
of copper is present. The subject was discussed by P. Bardenhauer and G. Than- 
heiser, 0. Bauer and co-workers, F. K. Bell and W. A. Patrick, C. Carius, 
G. (Jariua and E. H. Schulz, J. H. Carter, J. A. N. Friend, V. V. Kendall, 
V. V. Kendall and E. S. Taylerson, C. Pfannenschmidt, and A. R. Surface: and 
(). P. Watts and H. V. Knapp found that the action of sulphuric acid is in some 
cases accelerated by the presence of silver and copper salts. V. K. Pershke and 
co-workers studied the action of phosphoric acid. 

Table LVIII. —The Corrosion of Cupriferous Steels. 



Fig. 412.—Corrosion of Copper 
Steels by Acids. 
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0*168 
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0*0 
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0*017 
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0*017 
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0156 
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0*029 
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3*34 
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0*150 

0*316 

1 0*020 

0*017 

0*0 

6*10 

0*390 

1 0*139 
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1 0*020 
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3*54 
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0*164 

0*307 
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0*012 

1 *005 

3*21 

0*389 
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1 0*242 

0*023 

0*010 

2*025 

2*04 

0*368 

0*139 

' 0*217 

[ 

0*022 

0*011 

3*997 

2*50 
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L. B. G. de Morveau 3 prepared a silver-iron alloy. He said that when the two 
metals are fused together, two layers are formed. The lower layer contains 0*31 
per cent, of iron, and it is affected by a magnet; while the upper layer, containing 
1*25 per cent, of silver, is very hard, and has a denser texture than iron. 
G. J. B. Karsten observed that the presence of 0*034 per cent, of silver made the 
iron red-short; and diminished its tensile strength very considerably. C. F. Burgess 
9nd J. Aston discussed the working qualities of iron-silver alloys. G. Barruel 
obtained a hard, white alloy, by melting silver with 0*35 per cent, of iron. 
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(\ A. Coulomb said that silver can retain no more than 0*0067 part of iron, and 
that if 0*003 part is present, the alloy acts on a magnetic needle. W. Longmaid 
patented iron alloys with minute proportions of silver. M. Faraday and J. Stodart 
said : 

]f steel and silver bo kept in fusion together for a length of time, an alloy is obtained, 
which appears to be very perfect while the metals are in the fluid state, but on solidifying 
and cooling, globules of pure silver are expressed from the mass, and appear on the surface 
of the button. If an alloy of this kind be forged into a bar, and then dissected by the 
action of dil. sulphuric acid, the silver appears, not in combination with the steel, but in 
threads throughout the mass ; so that the whole has the appearance of a bundle of tibres 
of silver and steel, as if they had been united by welding. The appearance of these silver 
fibres is very beautiful ; they are sometimes one-eighth of an inch in length, and suggest 
the idea of giving mechanical toughness to steel, where a very perfect edge may not be 
required. At other times, when silver and steel have been very long in a state of perfect 
fusion, the sides of the crucible, and frequently the top also, are covered with a fine and 
beautiful dew of minute globules of silver ; this effect can be produced at pleasure. Less 
than one part of silver in 500 of the steel is present in the buttons. The alloys were later 
examined by K. A. Hadtiold. 

G. Tammann and W. Oelsen discussed the solubility of iron in silver and found 
0-0(X)4 and 0*0006 per cent, respectively at 1000° and 1600° ; and N. Ageeff and 
M. Zamotorin studied the difEusion of silver in iron. G. J. Pelrenko said that the 
two metals do not alloy at temp, below 1600° ; for on cooling the mixtures, there 
are always two arrests corresponding with the f.p. of iron and silver respectively. 
M. Faraday and J. Stodart found that hammered steel with 2 per cent, of silver 
had a sp. gr. of 7*808. F. Burgess and J. Aston observed that electrolytic iron 
with : 

•Silver . . .0 0*281 0*492 0 581 0*691 per cent. 

AcidconoMun . I :U)0 1*021 1*760 1*340 1*170 

Atm. curro'sion . 0*190 0 317 0*430 0*3r)(> 0-450 


where the acid corrosion refers to the lo.ss in grams per sq. dm. when the alloy was 
immersed in 20 jier cent. sul])huric acid for I hr.; and the atm. corrosion 

refers to loss in kgrms. per sq. metre per year 



) A^(d6i) 

Fig. 413. —The Ternary System : 
Coppf'r- Si Iver-l ron. 


with alloys exposed to llie weather for 162 days 
from July to February. Iron can be separated 
from silver by cupellation, by fusion in air, or by 
fusion with borax and nitre. E. Liider prepared 
a series of silver-iron-copper alloys and found a 
miscibility gap extending over most of the dia¬ 
gram, Fig. 413. The alloys separate into twm 
layers of which the upper consists mostly of iron, 
and the lower of silver and copper with very 
little iron. Homogeneous liquid alloys of iron 
and copper are broken up into two layers when 
silver is added. 

W. Lewis 4 said that gold-iron alloys are 


readily formed. Gokl dissolves twice or thrice its own weight of iron at a temp, 
far less than that at which the iron melts ; so that if molten gold lie stirred with 
an iron rod, it corrodes a part of the iron, and gold adheres to the rod. Hence, 
J. A. Cramer said that it is not advisable to stir molten gold with an iron rod. 
Gold is thus an excellent solder for iron. W. Lewis concluded that the colour 


of gold is made pale by iron, and if there is 3 or 4 times as much iron as gold 
present, the alloy has a whiteness approaching that of silver. Hatchett said 
that the alloy with equal parts of gold and iron forms a yellowish-grey, hard alloy 
of sp. gr. 16*885 ; and M. Faraday and J. Stodart, and C. J. B. Karsten observed 
that gold and iron can be alloyed in all proportions, and that 8 to 9 per cent, of 
iron does not diminish the toughness of gold. Bichter and Co. olitained white 
gold-iron alloys; and the subject was discussed hy A. 11. Hiorns, W. Berseb, 
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.uiJ W. Brannl. R. A. Hadfield c^viuaiiied some of M. Faradny ami 
.1. Stodart B alloys. An alloy with one-sixth of iron is used in iewellery as qreu 
tjoU, and with one-fourth of iron, blue gold. E. Isaac and (J. Tammanu found 
iron and gold to be miscible in all proportions in the fused state and to form an 
uninterrupted series of solid soln. on solidification. The break, Fig. 411, extends 
from 28 to G3 per cent, of gold. At lower temp., partly owing to the (diangc 
of iron into another form, the break extends from 18 to 85 per cent, of gold. At 
1168 , the sat. solid soln. with 28 per cent, of gold, reacts with tbc fuvsed mass to 
form a second series of solid soln. At 95 per cent, of gold, the f.p. curve, Fig. 414, 
shows a minimum at about 1040"^. The transition point of iron is not affected 
by the presence of gold. The alloy with 10 per cent, of gold is harder than iron; 
and beyond this point the hardness slowly diminishes, and the alloys with more 
than 70 per cent, of gold are considerably softer 
than iron. Observations on this subject were 
made by W. Guertler, L. Nowack, P. Oberhoffer, 
and W. Wahl. E. Janecke observed that at 
1168^^ there is a transition point. N. Ageeff and 
M. Zamotorin studied the diffusion of gold in 
iron ; and H. Sawamura, the effect of gold on 
the graphitization of cast iron. G. Borelms ^nd 
co-workers, and M. Faraday and J. Stodart found 
that hammered steel with 1 per cent, of gold had 
a sp. gr. 7*870. G. Wertheim measured the 
elasticity of some gold-iron alloys; A. Matthiessen, 
and W. Guertler, the electrical conductivity, find¬ 
ing about 1*1 microhms increased resistance per 
cm, cube for an addition of 1 per cent, of gold. 

W, Guertler and A. Schulze found that A. Matthiessen’s rule to the effect that the 
absolute increase of the resistance on raising the temp, from 0° to 100° is indepen¬ 
dent of the increase of resistance brought about by the presence of mixed crystals, 
and has the same value as that calculated from the increase of resistance of the 
pure components when raised through the same temp, interval, that is dWmjdt 
—dW/dt, IS not only true over the temp, range 0° to 100°, but also over any other 
temperature range. It may therefore be also stated in the form that within the 
range of a given state the differential quotient of the resistance and the temp., 
dWjdtj increases in a given senes of binary alloys proportionally to the vol. cone, 
of the components. The resistance between 20° and —190° was studied by 
J. 0. Linde. C. G. Knott and J. G. MacGregor measured the thermoelectric force. 
J. W. Shih found alloys with 10 per cent, of iron to be ferromagnetic, and the 
magnetic susceptibilities of alloys with smaller proportions of iron to be : 

Fe . 007 0085 0 1 0*5 1 0 20 3-5 50 

^Xl0« . -0041 - 0 023 1001 0 559 1-52 4-33 12-72 29-76 

According to J. L. Gay Lussac and L. J. Thenard,^ by heating to whiteness a 
mixture of bar>i:a, strontia, or lime with iron, with or without carbon, no alloy 
of iron with the alkaline earth metal is formed. W. A. Lampadius, however, 
heated baryda with iron and charcoal dust, obtained a burium-iron alloy, which 
on exposure to air, formed l)aryta and iron oxide. E. IX Glarke heated a mixture 
of barium and iron (2:1) in the oxyhydrogen flame, and obtained a brittle alloy 
the colour of lead. A. Stavenhagen and E. Schuchard obtained the alloys by the 
thermite process. P. Oberhoffer discussed these binary alloys ; and N. Ageeff 
and M. Zamotorin, the diffusion of barium in iron. J. L. Gay Lussac and L. J. Th6- 
uard obtained negative results in the attempt to prepare strontium-iroil slloys 
by the method employed for the barium-iron alloys ; and they were also unsuccessful 
in preparing calcium-iron alloys. G. Tammann and K. Schaarwachter found that 
the attack of iron by calcium begins at about 380°, and increases rapidly as the 



Fig. 414. —Equilibrium Diagram 
of Iron-Gold Alloys. 
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temp, rises. J. J. Berzelius did uot succeed in preparing alloys. C. J. B. Karsten 
stated that iron with 0-1774 per cent, of calcium was deficient in weldability and 
tenacity, though neither cold-short nor red-short. This iron was produced by 
adding an excess of limestone to the charge for converting cast iron into malleable 
iron on the charcoal hearth. According to L. Stockem, calcium dissolves in molten 
cast iron with great development of heat, but when large quantities are used the 
metal is rapidly coated with a crust of calcium carbide which prevents further 
action. Some calcium carbide • always remains mechanically entangled in the 
iron. Ferric oxide reacts vigorously with an excess of metallic calcium; the iron 
formed is pure and ductile, and does not contain a trace of calcium. 0. P. Watts 
observed no aUoying of the two elements fused together in a carbon crucible, but 
the iron became richer in carbon and silicon—the latter was derived from the 
silica in the lining of the crucible. C. Quasebart also said that calcium does not 
alloy with iron whether containing carbon or not. A hollow, iron cylinder filled 
with calcium was heated at 1400^^ for 3| hrs., but no absorption of calcium by the 
iron was observed. N. Ageeff and M. Zamotorin studied the diffusion of calcium 
in iron. E. K. Smith and H. (\ Aufderhaar observed that up to 0-2 per cent, 
had no perceptible effect on the shrinkage, strength, or fluidity of cast iron. Calcium 
has been tried for the deoxidation of iron. 0. P. Watts succeeded in removing 
all the sulphur from iron by means of calcium, but the phosphorus was reduced 
from 1-96 only to 1-56 per cent. W. Hessenbruch and J. E. Hurst discussed these 
alloys. 

H. Davy ^ prepared an iron-beryllium alloy by heating to whiteness a mixture 
of beryllia, iron, and potassium ; and also by bringing slightly moistened beryllia 

in an atm. of hydrogen, in the circuit of a voltaic 
battery with an iron wire as cathode. The iron 
becomes brittle and white, and when dissolved in 
acids, yields a beryllium and an iron salt. Accord¬ 
ing to F. Stromeyer, if a mixture of beryllia, iron 
and lampblack is heated to whiteness, an alloy is 
formed which is whiter and more ductile than 
iron. When dissolved in acids, it forms a double 
salt of iron and beryllium. 1. F’etchenko-Tcho- 
piwsky studied the cementation of iron with 
beryllium. G. Oesterheld examined the f.p. of 
the alloys with up to 21 per cent, beryllium, and 

Air: r? i k * the Tcsults are summarized in Fig. 415. There 

Fig. 415.—Equilibrium Diagram . ^ . ntrro j o o j. r 

of Iron-Beryllium Alloys. ^ eutectic point at 1155 and 9-2 per cent, of 

beryllium. The /3-a transformation of iron is 
lowered by^^eryllium from 790° to about 647°. There is evidence of the formation 
of a compound iron dibei^llide, Be 2 Fe; and on polished sections it is darkened 
by soda-lye. R. H. Harrington also studied the phase diagram; and F. Wever, 
the effect of beryllium on the range of the y-phase ; the results of F. Wever and 
A. Muller are summarized by dotted lines in Fig. 415, showing the range of stability 
of the y-phase. G. Masing, and W. Kroll found the hardness of some alloys, on 
Brinell’s scale, with a lOOO-kgrm. load, a 10-mm. sphere acting for one minute, to be ; 
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W. R. Whitney found that beryllium improved the mechanical properties and 
electrical resistance of steel. 0. von Auwers observed that the electrical resistance, 
R ohms per cm. cube : 

Beryllium . 0*6 1 0 1-5 2-0 3-0 4-0 per cent. 

i?XlO« . . 0-193 0-494 0-460 0-475 0-646 0-541 



Per cent, beryllium 
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with steel having 1 per cent, each of beryllium and carbon, R~0-0^2iS ; 1 per cent, 
beryllium and 2 per cent, silicon, 0 * 04595 . The saturation, value of the magnetiza¬ 
tion, the remanence, the coercive force, and the maximum permeability of beryllium 
iron alloys are—Q denotes quenched, and A, annealed : 


Per cent. 

0-5 

10 

1-5 

2-0 

3-0 

4-0 

IBe, 1C 

IBe, 2SI 

Saturation 

(Q . 

1C,400 

16,000 

13,000 

15,200 

8,300 

1,120 

14,900 

10,800 

tA . 

1C.400 

12,000 

14,200 

17,800 

10,800 

13,300 
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15,100 
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(Q . 
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4,300 

6,000 

3,200 

4,400 

8,800 

3,350 

\A . 

8,500 

5,700 

6,250 

7,800 

4,700 

7,600 

13,200 

3,800 

Coercive force 

it: 

305 

1C 

4*5 

2-5 

6*75 

2-5 

6-76 

4-76 

18-3 

4-3 

10*1 

23-3 

21-3 

71 

7*7 

0-9 

Permeability 

(Q . 

10,450 

27,650 

32,300 

40,500 

68,500 

44,600 

187,300 

25,800 

lA . 

13,600 

14,230 

13,100 

37,000 

20,200 

17,700 

93,800 

3,420 


According to E, D. Clarke,’^ when magnesia moistened with oil is melted along 
with iron before the oxyliydrogen blowpipe, a brittle, metallic mass is produced 
supposed to bo an impure iron-magnesium alloy. F. Stromeyer thought that he 
had obtained an impure alloy by the method he employed for the beryllium-iron 
alloy. C. R. Frcsenius said that the magnesium in iron is not in an oxidized state. 
J. J. Berzelius obtained indications of the formation of an alloy of magnesium 
and iron when a mixture of magnesia, iron filings, and powdered charcoal is heated ; 
but C. J. B. Karsten never obtained any evidence of the existence of such an 
alloy ; and J. Parkinson could not prepare magnesium-iron alloys. E. K. Smith 
and H. C. Aufderhaar, J. E. Hurst, and P. Oberhoffer discussed these alloys. 
F. C. Lea and L. T. Wills studied the ternary aluminium-magnesium-copper 
alloys. 

The zinc-iron alloys are difficult to prepare. Many have assumed that alloys 
cannot be obtained ; but J. F. Gmelin ® melted zinc in contact with iron in a closed 
crucible and noted that the iron became steel-grey in colour, did not become malleable, 
did not rust, preserved its lustre, etc. G. Tamiliann and K. Schaarwiichter found 
that the attack of iron by zinc begins at about 420°, and increases rapidly with 
rise of temp. A. F. Gehlen observed that when cuttings of zinc and iron arc heated 
together, part of the zinc evaporates, and the remainder penetrates the iron making 
it denser and brittle. (\ J. B. Karsten found that in reducing zinciferrous iron 
ores, the greater part of the zinc volatilized during the operation. The iron eine 
h&tnerkbare Quantitatzink aufnimmt nicht. C. F. Hollunder found that if a mixture 
of iron filings and zinc oxide, without charcoal, is heated under a layer of powdered 
glass, the iron takes up much zinc. P. Berthier, F. C. Calvert and K. Johnson, 
A. Laurent and C. Holms, A. Erdmann, H. Bablick, W. G. Imhof!, and L. Eisner 
observed that a vessel of wrought iron or cast iron, in which zinc is continuously 
melted, becomes corroded by an alloy of zinc and iron ; and P. Berthier, that in 
galvanizing iron by immersing it in molten zinc, with frequent additions of ammo¬ 
nium chloride, an alloy of zinc and iron is deposited at the bottom of the fused 
zinc. N. Ageeff and M. Zamotorin, and G. Tammann and H. J. Rocha studied 
the diffusion of zinc in iron. W. Guertler found that sections of galvanized iron 
cut obliquely through the outer layers show that the zinc and iron are 
separated by an intermediate layer of crystals of trizincide, FeZn 3 . This com¬ 
pound is more electronegative than either iron or zinc, and thus accelerates 
corrosion if exposed. The zinc layei contains isolated crystals of the monozincide, 
FeZn, which is also electronegative. Zinc deposited from vapour by the dry pro¬ 
cess, or from soln. by the electrolytic process, is porous, and also contains minute 
crystals. C. W. Stillwell and G. L. Clark studied the subject. A. F. W. von 
Escher investigated the simultaneous deposition of iron and zinc electrolytically— 
vide supra, 

A. von Vegesack studied the equilibrium diagram of alloys of iron with up to 
about 24 per cent, of zinc. This diagram includes the observations of P. T. Arne- 
mann, and 8. Wologdine, as well as those of U. Raydt and G. Tammann, who 
extended the observations over the whole range of the alloys, and prevented the 
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loss of zinc by volatilization, by working at a press, of 110 to 130 atm. The results 
are summarized in Fig. 416. A. von Vegesack observed that with alloys having 
betw'een 11 and 24 per cent, of iron, there is a primary separation of crystals which 
react with the fused mass at IIV to form iron trizincide, FeZiia- The crystals of 

t he trizincide separate primarily from alloys 
with 4 to 11 per cent, of iron, but when the 
temp, falls to 662 *, the coinpoimd reacts 
with the fused maik.s to form iron hepta- 
zincide, FeZn 7 . These two compounds show 
an inclination to form a solid soln. The 
lieptaziucide forms a series of mixed crystals 
which are saturated when 7*3 per cent, of 
iron is present. Below 422^^, the sat. solid 
soln. reacts with the fused mass to form 
another series of solid soln. extending from 
0*7 to 7*3 per cent, of iron. U. Raydt and 
G. Tammann observed the formation of no 
compound other than those just indicated, 
but a series of solid soln. of zinc in iron occurs 
with a saturation point near 80 per cent. iron. A. S. Russell and co-workers, 
W. M. Peirce, P. Oberhoffer, and S. Wologdine studied the subject. F. Roll 
found that zinc favoured the decomposition of cementite. 
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Fio. 416.—Equilibrium Diagram of 
Zinc-Iron Alloys. 


Although only the existence of the trizincide and heptazincide has been established by 
the thermal process, H. le Chatelier, and S. Wologdine inferred the existence of iron 
enneadecazincidey FeZnj,; and E. Vigouroux and co-workers, from their study of the 
e.m.f. of the cell Zn 10*05A^-ZnS041 FeZn*, the existence of the tri- and hepta-zincides as 
well as of iron trUazincide, FegZn, and of iron perUilazincide j FogZn. F. C. Calvert and 
R. Johnson also thought that the crystals obtained in an iron galvanizing bath were those 
of iron dodecazincide^ FeZn^, but F. Taboury showed that they are identical with the 
crystals of a solid soln. with "’3 per cent, of iron, observed by A. von Vegesack. A. 8. Russell 
observed that when an amalgam of zinc and iron is treated with oxidizing agents, zinc is 
oxidized until definite proportions of the two metals are present when both are oxidized 
at the same rate, indicating that definite proportions of the two elements are present. 
The results indicate that compounds with the at. proportions Zn : Fe and Zn : Fe^ are formed. 

A, Osawa and Y. Ogawa obtained Fig. 416 for the equilibrium diagram of the 
iron-zinc alloys. The X-radiograms of the alloys were determined. Two com¬ 
pounds appear: iron tritadecazincide, FesZnio? is the same as that formerly assumed 
to be FeZn 3 . The crystals are cubic with the lattice parameter a--8‘93A., and 
there are 52 atoms per unit cube. The other compound is iron heptazincide, 
FeZnj ; it furnishes hexagonal crystals with the axial'ratio approximating 1-60. 
The zinc pentitahenicosizincide, FegZngi, ; and also the relation between 
the crystal structure and the atomic properties of the zinc-iron alloys, were studied 
by A. Westgren. 

The observations of C. F. Hollunder, L. Eisner, and P. Berthier showed that 
the alloys have the general appearance of zinc, but some are whiter ; tliey are 
also harder and more brittle ; in some cases the alloy can be rubbed into crystalline 
grains by the fingers. A. Westgren, and W. Ekman studied the X-radiograms. 
A. Osawa and Y. Ogawa noted the similarity of the crystal structure of the 
zinc-iron system with those of the binary systems of zinc with copper, silver, and 
gold. The jS-phase of the Cu Zn system corresponds with the a^phase of the 
Fe-Zn system, and in both the phase forms a body-centred cubic lattice. The 
y-phase of the Cu-Zn system corresponds with FeaZn^o in the zinc-iron system, 
and in both, cubic crystals are formed. The c-phase of the copper-zinc system 
corresponds with the compound FeZn 7 , both have a hexagonal form. The 
a-phase of the copper-zinc system corresponds with the y-phase in the iron-zinc 
system, and both have a face-centred cubic lattice and the latter is stable at a 
high temp. The cubic lattice of Fe 3 Znio or FeZns has a=8*93A., and has 52 
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atoms per unit cube. The clobe-packed, hexagonal lattice of FeZny has an axial 
ratio of about a ; c=l : 1*60, and a=2*788 A. A. J. Bradley discussed this subject. 
P. T. Arnemann said that the crystals of the solid soln. with up to about 3*3 per 
cent, iron are harder and more resistant to acids than zinc alone. As the pro¬ 
portion of iron increases, the alloys become harder and more brittle, so that those 
with 8 to 9 per cent, of iron are extraordinarily brittle and friable. U. Raydt and 
G. Tammann observed that the alloy with 96 per cent, iron is malleable when cold, 
but 18 more brittle than iron, though the alloy with 80 per cent iron is brittle, 
and not malleable at ordinary temp J E Hurst, E. K Smith and H. C. Aufder- 
haar, and 0. Smalley studied the tensile properties of the alloys. K. J. Bayer 
observed that the alloys are difficult to melt before the blowpipe, and they colour 
the flame greenish-white. U. Raydt and (t. Tammann found that the recurrence 
of the magnetic permeability occurs : 

Fo . . 2() 6 43 6 60 0 bO 5 b7 2 76 0 82 0 87 6 9b 0 per cent. 

Temp. . 638°-643° b42° b50^ (>53° 648° 676° 684° 747° 771° 

K. Lehmann studied the magnetic properties of the alloys. M. Faraday and 
J. Stodart, and R. Mallet noted that alloys with copper and zinc are less corrodible 
than iron. In 1779, W. Keir patented an iron-COpper-zinc alloy (10 : 100 : 75), 
and in 1860, J. Aich patented a similar alloy, sometimes called Aich-nietaL The 
alloy was recommended as a substitute for copper and brass in shipbuilding and 
sheathing. It was said to be stronger than copper, and to resist satisfactorily 
the action of sea-water. H M St John studied these alloys. A related alloy, 
called sterro-nietal, contains rather less iron, and a small proportion of tin. Some 
properties of sterro-metal were described by J. Percy. E. Sorel called an alloy 
of iron, copper, and zinc (10 :10 : 80) unoxidizable cast iron, or white brass. It 
was said to have the appearance of zinc, the hardness of copper, to be more 
tenacious than cast iron, and to be susceptible of turning, filing, and tapping. 
11. N. Warren said that magnesium-zinc-iron alloys are used in pyrotechny, 
and that they are produced by the electrolysis of sodium and magnesium chlorides 
in the presence of ferrous chloride and zinc, and also by the action of an alloy of 
sodium and zinc on a mixture of sodium and magnesium chlorides, and then on 
ferrous chloride. 

E. Isaac and G. Tammann examined the iron-cadmium alloys, and concluded 
that cadmium is insoluble in fused iron, and when iron is brought in contact with 
fused cadmium, it is either insoluble, or forms a compound insoluble m fused 
cadmium. The temp, of volatilization of cadmium, 770°, limits the range of 
temp, possible under ordinary press. G. Tammann and W. Oelsen found that 
cadmium at 400^ and 700° dissolves respectively 0-0003 and 0-0002 per cent, 
of iron Observations were also made b\ G. Tammann and K. Kollmann, 
W H. Spencer and M M. Walding, and P. Oberhoffer. N. Ageefi and M. Zamo- 
torin studied the diffusion of cadmium in iron. C. F. Burgess and J. Aston found 
that an alloy with 5 per cent, of added cadmium forged, welded, and machined 
easily. A. S. Russell observed no evidence of the presence of a compound of 
cadmium and iron when an amalgam containing the two metals is treated with 
oxidizing agents. The cadmium is first removed, then the iron. 

It IS difficult to form mercury-iron alloys or iron-amalgams directly from the 
elements. J. Nickles ® said that iron does not take up mercury , P. Casamajor 
considered that it does. According to T. W. Richards and R N Garrod-Thoinas, 
the solubility of iron in mercury is about 0-00135 per cent.: that about a milli¬ 
gram of iron in 100 grms. of mercury. E. Palrnaer observed 0 00007 per cent, 
between 20° and 200°; G. Tammann and co-workers gave 1-1x10 gnn. per 
100 grms. of mercury at 18^ , and N. M. Irvin and A S. Russell, < Xl0“5 grm, 
per 100 grms. of mercury. N. M. Chuiko said thar the iron amalgams are 
colloidal soln. 

V. Colvin said that steel can be directly amalgamated by direct contact with 
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mercury and by magnetizing soft steel filings, and dissolving the filings in 
mercury, a magnetic iron-amalgam is formed. E. H. Amagat observed that 
at a press, of 4000 atm., mercury will pass through cast iron, 8 cm. thick, and 
appear like fine rain,” the mercury passes through the intramolecular pores ; 
L. P. Cailletet and co-workers also observed that at a high temp., and a relatively 
low press., mercury can pass through steel; and P. W. Bridgman observed that 
surfaces of steel, broken under mercury, are readily amalgamated, but not if the 
broken surface has had the slightest contact with air. He said : 

When the amalgamation is once started, the rapidity with which it spreads through the 
metal is greatly increased by hydrostatic press. The spread of mercury through the mass 
of the steel arid the subsequent destruction of the hollow cylinders is produced by two 
causes, both of which must act together. One is the natural chemical affinity between 
mercury and steel, shown by the ready amalgamation of freshly broken surfaces. But the 
amalgamation is never started by the action of press, alone. In all those cases in which 
amalgamation occurs, there is in addition to the chemical affinity a strain of such a nature 
as to distend the pores of the metal. This allows the entrance of mercury into the pores 
so that amalgamation may begin, and also facilitates its further growth, which is most 
rapid in the direction in which the pores are most distended. In all cases in which rupture 
occurs the strain is of such a typo as to distend the metal, and, on the other hand, in all 
those cases in which amalgamation is not produced by press., tlie stAin is such as to com¬ 
press the metal, closing up the pores. 

H. Davy showed that an iron-amalgam is produced by the action of an 
amalgam of an alkali metal on iron; but E. Ramann observed that dry sodium- 
amalgam does not react when it is heated with powdered iron. L. P. Cailletet 
observed that iron may be superficially amalgamated by contact with sodium- 
amalgam and water. V. Colvin, R. Bottger, E. Ramann, J. Schumann, W. Kettem- 
beil, P. Oberhoffer, and P. Casamajor obtained the amalgam in a somewhat similar 
manner. The last-named observed that: 

If the sodium-amalgam has sodium enough in it to make it pasty, it will cover iron with 
a silvery coat. This coat may bo rubbed off, leaving the oxidized surface unaltered. If 
brought in contact with water, or, still better, with a soln. of ammonium chloride, the 
sodiiun-amalgam is decomposed and the mercury will sink into the iron. If the sodium- 
amalgam is liquid it will adhere in little drops all over the surface of a piece of iron shaken 
up in it; by the action of water, of acids, or of ammonium chloride, the droplets will 
spread on the iron, which will become amalgamated. The coat of mercury left on iron by 
the various agencies I have mentioned is not a superficial layer, for the mercury sinks into 
the metal, modifying its physical and chemical properties. In the case of pure soft iron 
it is difficult to notice any decrease of tenacity after amalgamation. With hard-tempered 
steel, however, the increased brittleness is very marked. In the case botli of iron and steel 
a fresh fracture shows that mercury has i>enetrated deeply into the metal. 

V. Colvin also obtained iron-amalgam by the action of an amalgam of the 
alkaline earths on iron, L. P. Cailletet, and P. Casamajor also found that 
ammonium-amalgam will give up its mercury to iron when rubbed up with it very 
persistently. Even then there are in every piece of iron certain spots where the 
mercury will not adhere. The intervention of acidulated water, by decomposing 
ammonium-amalgam with great energy, facilitates the amalgamation of iron in 
these diflicult portions. P. Casamajor also observed that to amalgamate iron with 
zinr-amalgam, mercury should be placed in a vessel and covered with dil. sulphuric 
or liydrocliloric acid. If, now, a piece of iron is agitated, in contact with the 
mercury and the acid, no combination will take place ; but if pieces of zinc are 
placed in the mercury, in a few minutes iron placed in the above conditions will 
become coated with mercury. If after a while the power of the mercury seems to 
decline, more zinc must be added. The zinc is only attacked when iron, or some 
other metal more electronegative than zinc, is brought in contact with the zinc- 
amalgam and the acid, so that the expense in zinc is very slight. 

According to C. Klauer, when sodium-amalgam is immersed in a sat. soln. of 
ferrous sulphate, a silvery, tenacious mass of iron-amalgam is formed, the separate 
globules of which readily follow the magnet, and when exposed to air become 
covered with flakes of hydrated ferric oxide. V. F. Schonbein observed that the 
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anialgani is formed by rubbing a coiic. solu. of ferrous uhlorido with 1 per cent, 
sodium-amalgam, and washing the product with water. H. Moissan employed a 
somewhat similar process. A. Aiken triturated zinc-amalgam with an aq. solii. 
of ferrous chloride, and kneaded the heated product to ensure the union of the 
2 elements—A. A. Damour added that the amalgam cannot be obtained in this 
way. R. Bottger prepared iron-amalgam by rubbing together in a porcelain 
mortar, a mixture of mercuric chloride and finely divided iron (2 : 1), then add 
2 parts of cold water, and when the mass begins to get hot, adding a few drops of 
mercury. H. Reinsch added iron to a soln. of copper sulphate mixed with a little 
hydrochloric acid; brushed off the copper deposit, and dipped the metal in a 
soln. of mercuric chloride acidified with hydrochloric acid. H. A, von Vogel 
recommended mixing together iron filings and alum (1:2); adding two or three 
parts of mercury and half a pint of water; triturating for an hour at a gentle 
heat; and finally washing the product with water. 

According to J, P. Joule, the electrolysis of a soln. of ferrous sulphate with a 
mercury cathode, and an iron wire as anode, furnishes iron-amalgam. Using a 
Daniell’s cell, the iron wire gradually dissolved, and an equal portion was taken 
up by the mercury, which in so doing lost its fluidity, and at length formed a mass 
of greyish-white crystals with a metallic lustre. The time required is about a 
day. J. F. W. Herschel previously obtained the iron-amalgam. The amalgam 
was also prepared by the electrolysis of a soln. of a ferrous salt with a mercury 
cathode, by J. Schumann, R. E. Myers, T. M. Drown and A. G. McKenna, 
L. P. C^ailletet, P. Casamajor, and A. Zainboni. 

E. Palmaer said that X-radiograms of iron-amalgam show that particles of iron 
are suspended in mercury; and the subject was discussed by R. Brill and W. Haag. 
According to J. P. Joule, the amalgam with 100 of mercury and 0*143 of iron was 
quite liquid; with 1*39 of iron it was also liquid; with 2*97, semi-fluid; with 
11*8, soft, and of sp. gr. 12*19; with 18*3, solid and greyish-white; with 47*5, 
solid with a metallic lustre ; with 127*6, solid, friable, and of sp. gr. 10*11. 
According to J. Schumann, E. Ramann, and J. P. Joule, if the amalgam be allowed 
to stand for some time, or if it bo shaken violently, or rapidly stirred, it is decom¬ 
posed, and the iron floats as a black powder on the liberated mercury ; if the soft 
amalgam be compressed, some black powder also vseparates out. If amalgamated 
and ordinary iron are placed in acid and connected by a wire, the amalgamated 
metal is attacked, and th(i unamalgamated metal acts as cathode, and, added 
J. P. Joule, the amalgamation of iron produces a contrary efiect to the amalgama¬ 
tion of zinc. Amalgamated iron is positive towards iron, and negative towards 
copper. H. Reinsch said that when used in a galvanic battery, it gives a stronger 
and more uniform current than ordinary iron. (\ Hockin and H. A. Taylor 
observed that the e.m.f. of amalgamated iron to amalgamated zinc in a cone. soln. 
of zinc sulphate, is about 0*486 volt; with a solid iron-amalgam, 0*107 ; and with 
mercury containing only a trace of iron, 1*258 volts. According to J. P. Joule, 
R. Bottger, U. Klauer, C^. V. Steinmetz, and A. Zamboni, the iron in the amalgam 
retains its magnetic (qualities, for the amalgam is attracted by a magnet, and it 
can be permanently magnetized. H. Nagaoka oliserved that the magnetization 
increases proportionally with the iron content ; the coercive force is high, being 
240 gauss witli an amalgam with 1*78 per cent, of iron, and 370 gauss with 2*3 per 
cent, of iron. G. Tammann and W. Oelsen found for amalgams with ()*0()2 per 
cent, of iron, the sp. magnetization 0*280 gauss. L. Stjepanek studied the electro¬ 
magnetic induction. J. Feree observed that iron-amalgam is stable if kept away 
from contact with air, but in dry air it forms ferrous oxide and mercury ; and 
A. Zamboni said that the dry amalgam is stable in dry air, but it forms a black 
powder in moist air. 0. Klauer, R. Bottger, and H. Reinsch observed that 
the amalgam in air acquires a yellow film of ferric oxide. M. Krouchkoll said that 
iron-amalgam is more stable than aluminium-amalgam. J, P. Joule said that 
when heated to the b.p. of mercury, the liberated iron oxidizes, throwing off red 
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sparks, and leaving a hard lump of oxide. R. Bottger obtained finely powdered 
iron by distilling the amalgam out of contact with air. M. Faraday and J. Stodart, 
and R. Mallet noted that alloys with mercury are less corrodible than iron. 
J. P. Joule observed that if the amalgam be left under water for a few days, it 
becomes covered with rust, and C. F. Schonbein added that if the amalgam be 
shaken in air with dil. sulphuric acid, ferrous sulphate and hydrogen dioxide are 
formed. A. S. Russell and co-workers studied the order of removal of metals 
from amalgams by oxidizing agents and found Zn, Mn, Cu, Cr, Fe, Mo, Co, Hg, 
Ni, and W. M. Rabinovich and P. B. Zywotinsky found that iron is dispersed in 
mercury, above the solubility limits to form colloidal soln. An electromagnet 
removes no iron from a soln. with 0-0018 to 0-0035 gram-atom per gram-atom of 
mercury, hence it is inferred that these soln. are colloidal. P. Casamajor added 
that ill dil. sulphuric acid, the amalgam loses only two-thirds of its contained iron. 
H. A, von Vogel added that if the amalgam be triturated with argentite or silver 
glance, the mercury is transferred to the silver. A. S. Russell and H. A. M. Lyons 
studied the zinc-iron-mercury system. 

The boron-iron alloys have been discussed from the point of view of the 
borides- 5 . 32, 4. L. Troost and P. Hautefeuille prepared an alloy with 11 per 
cent, of boron and found that it could be forged ; while an alloy with 23 per cent, 
of boron was brittle and could not be forged. H. N. Warren obtained alloys by 
reducing ferrous borate with charcoal; and W. R. Hulbert obtained them by the 
thermite process. A. Binet du Jassonneix, S. Curie, W. Guertler, L. Guillet, 
H. W. Gillctt and E. L. Mack, T. Miyaguchi, H. Moissan, P. Oberhoffer, 
N. Parravano and C. Mazzetti, J. W. Richards, and J. M. Weeren also prepared 
these alloys; and they were discussed by A. Campion, I. Fetchenko-Tchopiwsky, 
E. Lievenie, J. Ohly, and N. Parravano and C. Mazzetti; and T. P. Campbell and 
H. Fay studied the cementation of iron by boron. 

G. Tammann and K. Schaarwachter said that the attack of iron by boron 
begins at about 440'' and increases rapidly with rise of temp. J. Laissus, and 

N. Ageeff and M. Zamotorin discussed the diffu¬ 
sion of boron in iron. N. Tschieschewsky and 
A. Herdt’s equilibrium diagram is indicated 5 . 
32, 4; and that of G. Hannesen is shown in 
Fig. 417. This diagram also includes the effect of 
boron on the critical temp, from the f.p. down to 
500". The transformation of y- to jS-iron de¬ 
creases from about 895" for pure iron down to 
710° for alloys with over 0-8 per cent, of boron. 
During the solidification of the molten alloy, 3-iron 
^ ^ g 8/0 until the soln. contains 1-38 

Per cent, boron l>oron, and y-iron then separates until the 

•El- . 11 ^ -n. MU • 4 percent, boron. After that, the pen- 

“oftLlron^BoroJJ^Uo^^ titadiboride separates out. The eutectic, boron- 

. pearlite, has a f.p. of 1164°. The S-iron changes 
into y-iron at 1414''. The regions of solid soln. of jS+y-iron and of a-fy-iron are 
indicated in the diagram. F. Osmond observed that the presence of boron lowered 
the y-transformation temp. R. Walter stated that a small proportion of boron 
promotes the graph it ization of cast iron ; H. A. Schwartz, that a large proportion 
inhibits graphitization ; and F. Roll, that boron partly preserves and partly 
decomposes cementite. 

The eutectic system has Fe-C at 1150°, Fe-B at 1165°, Fe 3 C-Fe 2 B at 1155°, 
and Fe-Fe 3 C-Fe 2 B at 1100°. The system at the end of the crystallization of the 
molten alloy has zones of solid soln. and iron hemiboride. Measurements were 
also made of the hardness of the alloys. F. Wever studied the effect of boron on 
the domain of the y-phase —vide 6. 32, 4, and G, Hagg, the X-radiograms of the 
hemiboride. 
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H. Moissau and G. Charpy found that an alloy with 0-58 per cent, of boron 
and 0-17 per cent, of carbon can be rolled; and is readily worked at a dull red- 
heat, but crumbles under the hammer if too strongly heated. A. Campion did 
not observe the excessive brittleness and hardness reported by N. Tschieschewsky 
and A. Herdt. R. Wasmuht, and N. Tschie¬ 
schewsky discussed the hardening of steel 
by boron. L. Guillet observed that boron 
steels with 0*215 to 0*844 per cent, boron 
have (i) a solid soln. of ferroboron with v 
small proportion of boron ; (ii) pearlite; and 
(lii) a substance which was regarded as iron 
borocarbide. This third constituent pro¬ 
duces the brittleness of boron steels; this 
brittleness disappears on tempering owing 
to the borocarbide passing into soln. The 
general effect of boron is to increase the 
tensile strength, especially after tempering; 
but a maximum effect is obtained with 0*8 per cent, of boron with low-carbon steels. 
Observations were also made by P. Blum, the Elektrocheraische Werke Bitterfeld, 
J. E Hurst, E. Kothny, J. V. McCrae and R. L. Dowdell, T. Miyaguchi and 
I. D. K. Kaisha, J. Ohly, J. Scott, M. Vasvari, F. C. Weber, and by P. Marsich, 
and E. K. Smith and H. C. Aufderhaar. A. M. Portevin said that the resistance 
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Fig. 418.—The Mechanical Properties 
of Boron Steels. 


to shear, and, m particidar, the elastic limit on shearing, increase rapidly with the 
percentage of boron in steel with 0*25 per 
cent, of carbon. G. Hannesen found 
that rapidly cooled alloys have the mar¬ 
tensitic structure, and the alloys as well 
as the boride are ferromagnetic. The 
quenched alloys are softer than those 
which are slowly cooled. Alloys with 
primary pentitaboride are hard, and 
scratch corundum. G. Hagg, and 
S. B. Hendricks and P. R. Kosting 
studied the X-radiograms of iron borides. 

R. Wasmuht, and W. R. Whitney found 
that boron improves the mechanical pro¬ 
perties and electriv'al resistance of steel. 

The effect of boron on the electric at. 
resistance, and the magnetic properties 
were likewise observed by T. D. Yensen, 
and the results are summarized in Fig. 

419. With increasing proportions of 
boron, the electrical resistance, the 
hysteresis loss, the coercive force, and 
the retentivity all decrease slightly until 
the amount of added boron becomes ap- 
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Fio. 419.—Electrical and Magnetic 
Properties of Boron-Iron Alloys. 


preciable, when all these qualities 
crease; but even then, boron has a 
deteriorating effect on the magnetic pro¬ 
perties of iron. C. Matignon tested the 
acid-resisting properties of the ferroborons. E. D. Gleason studied the iron^carbon- 
boron-copper alloys. 

H. Davy n prepared an iron-alumiililim alloy by the same method as that 
which he employed for the alloy of iron and beryllium ; and H. St. C. Deville, by 
passing the vapour of aluminium chloride over iron at a high temp.; G. Tammann 
and K. Schaarwachter observed that the attack of iron by aluminium begins at 



550 JNOJtliANKJ AND THEOHKTIVAL < HhJEISTHY 

about 660 “ 811(1 iucreases rapidly with rise of temp., as well as by the direct alloying 
of the two elements ; and W. R. Hulbert obtained them by the thermite process. 
Alloys were also prepared by F. R. Michel, P. Oberhoffer, E. T. Richards, J. Escard, 
J. W. Richards, W. Guertler, J. Czochralsky, W. Venator, J. Ohly, A. Wahlberg, 
S. Kern, O. I. Vher and co-workers, J. M. Weeren, and F. C. Calvert and 
R. Johnson. M. Faraday and J. Stodart obtained alloys which when forged into 
bars and the surface polished and treated with dil. sulphuric acid, exhibited the 
damasked surface peculiar to woolz or Indian steel; but neither C. J. B. Karsten, 
nor T. H. Henry could find any aluminium in wootz. C. F. Burgess and J. Aston 
found that alloys with about 2 per cent, aluminium forge and machine easily. 

J. Cournot discussed the cementation of iron with aluminium ; R. Kremann 
and co-workers, and R. Irmann, the solubility of aluminium in iron; and 
A. Hauttmann, G. Grube, N. Ageeff and M. Zamotorin, and N. Ageef! and 
O. I. Vher, the rate of diffusion of aluminium in iron. F. C. (^alvert and 
R. Johnson obtained what they regarded as iron telriialuminide, Fe^Al, by 

heating for 2 hrs. at a 
white-heat a mixture of 3 
mols. of aluminium chloride, 
40 gram-atoms of iron, and 
8 mols. of lime ; iron trita- 
diahiminide^ FejjAh, occurs 
in silver-white beads in the 
slag from the previous 
operation; and F. Wohler 
obtained iron diaJuminide, 
FeAIo, by melting together 
a mixture of aluminium 
ferrous chloride, and so¬ 
dium potassium chloride 
(10:5:20). W. C. Roberts- 
Austen, and L. Guillet made 
a partial study of the 
equilibrium diagram; and 
A. G. C. Gwyer showed that 
the f.p. curve of iron falls 
rapidly in passing from 100 
to 50 per cent, iron, and at 
this point there is a dis¬ 
tinct break after which the 
f.p. curve falls slowly from 
50 to 30 per cent, of iron, 
and tlien rapidly to the f.p. of aluminium. There-are two series of solid soln. re¬ 
spectively witli 40 to 48 per cent, and 66 to 100 per cent, of iron. The end-member 
of the first series is thought to be iron trialliminide» FeAla. Alloys with 60 to 65 per 
cent, of iron show eutectic breaks in the cooling curve at 1087°, and the breaks occur 
at a higher temp, with from 50 to 57 per cent, of aluminium. Alloys with 52 to 65 
])er cent, of iron have a eutectic of the same structure, but the latter differs from 
the eutectic with 50 per cent. iron. The curve e/, Fig. 420, represents the lowering 
f)f tlie temp, at which the magnetic permeability disappears on the heating curve 
as the proportion of aluminium is increased. N. Kurnakoff and co-workers found 
that m the interval between 32*1 and 39-5 at. per cent, of iron, iron trialuminide, 
Fe.Alj (or possibly Fe 2 AlQ), crystallizes from the fused mass, but below 1100°, this 
compound df*composes into the a- andy-solid soln. of aluminium in iron. Between 
24 2 and 34 at. per cent, of iron, a stable 8-phase is formed having properties 
different from those of the adjoining phases. This jdiase shows a minimum 
electrical conductivity and temp, coeff., and a maximum hardness. It is also very 
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brittle. It 18 considered to be a chemical individual ot vaxiahlci compo«.\t\oTi. 

A. 6. C. Gwyer and H. W. L. Phillips* study of the system is summarized in 
Fig. 420. Alloys with 0 to 40 per cent, of iron form a eutectiferous series, the 
eutectic alloy contains 1*89 per cent, of iron, and freezes at 653°. The liquidus 
rises to a slight maximum with 40*6 to 41-1 per cent, of iron, and above this range, 
the alloys are homogeneous. This establishes the existence of iron trialuminide, 
FeAls, not N. Kurnakoff and co-workers’ Fe 2 Al 3 . There is a second maximum 
with about 45*3 per cent, of iron, where over a small range the alloys are homo¬ 
geneous, and probably contain iron hexnipenialaminide» Fe 2 Al 5 , which forms a 
eutectiferous series with a limited solid solubility with FeAl 3 . The trialuminide 
before etching is Chinese white, and the hemipentaluminide is pale lavender; 
both are attacked by soda-lye ; the trialuminide is alone attacked by hydrofluoric 
acid. All the alloyif with 40 to 50 per cent, of iron are brittle, and spontaneously 
disintegrate in a few days. The liquidus gradually slopes from the Fe 2 Al 5 maximum 
at 45*19 per cent, to a minimum at 49*5 per cent., and beyond that point rises 
steeply to 58 per cent, where a break occurs. The alloys in the range form a 
eutectiferous series with appreciable solid solubility. The constituents are Fe 2 Al 5 , 
and a solid soln. A, which is unstable and breaks up below the solidus. The 
eutectic line is at 1165°, and A breaks up at 1158°, into Fe 2 Al 5 and the solid soln. 

B. At 1232° there is a peritectic reaction resulting in the formation of another 
compound with 59 per cent, of iron. The magnetic transformation occurs at ef^ 
Fig. 420. G. Tammann and W. Salge studied the residues left after treating the 
alloy with an acidified soln. of ammonium persulphate. W. Biltz and C. Haase 
gave 3*896 for the sp. gr. of Al 3 Fe at 25°/4, 35*2 for the mol. vol.; and 25 Cals, for 
the heat of formation. The subject was studied by L. Grenet, V. N. Svechnikoff, 
and F. Wever and A. Muller, whose results for the range of stability of the y-phase 
are summarized by the dotted line in Fig. 420. F. Roll found that aluminium 
partly preserves and partly decomposes cementite- vidc cast iron. 0. von Keil 
and 0. Jungwirth also investigated the influence of aluminium on the iron and 
iron-carbide system. The eutectic composition of the iron-carbon system is 
reduced by 0*16 per cent, carbon by the addition of 1 per cent, of aluminium ; 
and the pearlitic transformation is slightly reduced by the addition of up to 3*5 
per cent, of aluminium, but, as the proportion of aluminium is increased from 
3*5 to 8 per cent., it is raised again; and with more than 8 per cent, of aluminium, 
the intensity of this transformation is very small; and the y-field ceases to exist 
with hypoeutectic alloys having less than 5 per cent, of aluminium; the finely- 
granular distribution of graphite, which corresponds with metastable freezing and 
spontaneous decomposition, is rendered more prominent; with 5 to 9*5 per cent, 
of aluminium, the edges of the primary, solid soln. crystals have a decreasing 
tendency to decompose, and these zones become more readily soluble in acids ; 
and with over 9*6 per cent, of aluminium, the solid soln. becomes stable and readily 
soluble in acids. The addition of 2*3 per cent, of aluminium to iron with a high 
proportion of carbon results in the complete separation of the carbon as graphite ; 
with 11 per cent, of aluminium, the graphite completely disappears ; and with 
18 per cent, of aluminium, the graphite is again completely precipitated. 
E. Sohnehen and E. Piwowarsky found that aluminium raised the eutectoid temp, 
and reduced the solubility of carbon in iron. The subject was discussed by 
J. W. Donaldson, W. L. Fink and K. R. van Horn, and E. L. Reed. 

The use of aluminium as a deoxidizing and solidifying agent in the manufacture 
of steel ingots is so general that its employment is regarded as almost indispensable. 
E. Adamson, H. M. Boylston, J. E. Carlin, G. F. Comstock, W. F. Darch, 
W. Eilender and H. Diergarten, C. af Geijerstam, L. Grabau, G. Quzzoni, 
R. A. Hadfield, C. H. Herty and co-workers, K. Hilgenstock, H. 0. Hofman, 
W. J. Keep, 0. von Keil and F. Ebert, J. W. Langley, F. W. Liirmann, 
J. V. McCrae and R. L. Dodwell, P. Marsich, G. Melland, J. R. Miller, N. Petinot, 
E. Piwowarsky, M. C. Smith, A. Spiral, S. Sirovich, K. Styffe, T. Swinden, 
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T. Turner, IJ. le Verrier, and M. H. Wickhorst studied the effect; and 
T. D. Yensen and W. A. Gatward thus summarize the action: When aluminium 
is added to molten iron, it will reduce iron oxide to metallic iron. Furthermore, 
it will reduce CO or CO 2 gases to free carbon and thus degasify, quiet the bath, 
and prevent blowholes during solidification and cooling. If the iron is sufficiently 
liquid, the ALOg formed will pass to the surface; " if it is not, the AI 2 O 3 will 
become entangled in the iron, increase the viscosity, and cause the iron to be more 
or less unsound. When added in sufficient quantities, 2 to 5 per cent., aluminium 
will cause carbon to be completely precipitated as graphite and thus transform, 
for example, white cast iron into grey iron. If 10 to 20 per cent, aluminium is 
added, however, the carbon may all be in the combined form FegC. As the heat 
of combustion liberated by the oxidation of aluminium is much greater than that 
absorbed by the reduction of iron oxides, clearly illustrated by the use of thermite 
in welding iron, the addition of aluminium to oxidized iron or steel causes a rise 
in the temp, of the bath. This fact, and not any appreciable lowering of the 
melting-point, is the cause of the higher fluidity noticed when a small percentage 
of aluminium is added to the bath. Aluminium is a more powerful deoxidizer 
than silicon for it does not commence to combine with iron until all oxides present 
are reduced. F. Osmond showed that aluminium dissolves in iron with the 
absorption of heat, although an evolution of heat usually attends the phenomenon. 
This is attributed to the heat liberated by the decomposition of oxides of iron by 
the aluminium. G. Masing and 0. Dahl discussed the expression of the alloys 
and the formation of warts during the cooling of the alloy owing to the liberation: 
of occluued gases ; and W. E. Renimers, the effect of aluminium on the growth 
of cast iron. For the cementation of these steels, vide supra. 

A. Westgren and co-workers, K. Schafer, W\ L. Bragg, and A. J. Bradley and 
A. H. Jay discussed X-radiograms of the iron aluminides. Z. Nishiyama studied 
the X-radiograms of these alloys, and found for the a lattice parameter; the 
sp. gr.; and the elastic modulus, E kgrms. per sq. cm., at 23-0*^ to 23-2° : 

A1 . . 2 4 (> 8 10 14 per cent. 

a , . 2*874 2-884 2*880 — 2*897 2-904 A. 

Sp.gr. . 7*0932 7-4619 7*2190 7*0418 0*8848 0-0443 

/!;xl0-« . 2*113 2-105 2*090 2*100 1*929 1*820 

The inicrostructure of the alloys was studied by R. A. Hadfield, A. G. C. Gwyer, 
L. Guillet, and T. D. Yensen and W. A. Gatward ; and with the smaller pro¬ 
portions of aluminium, they consist of solid soln. of the constituent elements. 
J. E, Johnson, F. Wever and A. Muller, A. Borsig, W. J. Keep, and T. W. Hogg 
studied the action of aluminium in causing the separation of graphite from the 
carbide in cast iron. E. Piwowarsky found that grey cast iron is appreciably 
softened by less than 0-10 per cent, of aluminium; and G. Melland and 
H. W. Waldron, that with rapidly cooled cast iron, with about 0*24 per cent, 
of silicon, up to 0*25 per cent, of aluminium is needed before any influence on 
the graphite separation can be detected ; with 0-50 per cent, of aluminium, 
most of the carbon occurs in the graphitic state, and larger proportions of 
aluminium seem to cause a reversion to combined carbon—possibly owing to 
the formation of a complex carbide. With slowly cooled samples, the presence of 
the element is more marked and is more sensitive to varying conditions— e.g. 
casting temp., proportion of silicon, etc. At least 0*9 per cent, of carbon is retained 
in the whole series whether slowly or rapidly cooled. In general, aluminium 
decreases the solubility of carbon in iron, and, like silicon, it has a softening influence. 
A. B. Everest obtained rather different results with iron-carbon alloys free from 
silicon. Soft, machinable grey irons are produced by adding up to 8 per cent, of 
aluminium. Aluminium acts less powerfully than silicon as a softener since 2 to 
3 per cent, of aluminium are needed to produce an iron comparable with one con¬ 
taining 1 per cent, of silicon. The maximum percentage of carbon graphitized is 



IRON 


553 


61 in the presence of 4 per cent, of aluminium, against 70 per cent, in the presence 
of 3 per cent, of silicon. The graphite formed with aluminium is finer than in the 
case of silicon. With aluminium between 8 and 18 per cent., the alloys are hard 
and brittle, and the carbon is all combined; with between 18 and 25 per cent, of 
aluminium, the alloys are soft, and graphite is precipitated. Alloys with over 
25 per cent, aluminium are not stable in the atmosphere. 

L. Guillet observed that the presence of aluminium prevents the pearl ite from 
assuming its ordinary forms ; it is in a manner contorted, and it forms little nodules 
which are more easily coloured by picric acid, and the more closely resemble troostite 
as the proportion of aluminium increases. With a high proportion of aluminium 
it is even possible to have free cementite formed in a hypo-eutectoidal steel. The 
effect of quenching is to transform only the nodules of the pre-existing pearlite 
giving place to martensite, generally encircled round its edges by troostite. The 
iron-aluminium soln. is incapable of dissolving carbon. So long as the amount of 
aluminium is below 3 per cent., the quenching has no effect, but with higher pro¬ 
portions of aluminium, while quenching has no effect on the tensile strength, the 
elastic limit, or the resistance to shock, whilst the elongation and reduction in area 
are reduced. Annealing develops the nodular structure of the special form of 
pearlite without changing the microstructure in any other way ; and durmg the 
operation all aluminium steels are softened. The presence of aluminium delays 
case-hardening, and when the proportion of aluminium attains 7 per cent., case- 
hardening becomes impracticable, and only nodules of cementite are found. 
H. Sawamura gave the constitutional diagram of aluminium and cast iron alloys. 
The effect of aluminium on the graphitization of cast iron is indicated above. 

F. Wever and A. Muller found the sp. gr. of alloys with 8-64, 13*60, and 21*24 
at. per cent, of aluminium to be respectively 7*38, 7*10, and 6*78, values rather 
lower than those calculated by the mixture rule. T. W. Hogg observed that the 
sp. gr. of an alloy with 9*62 per cent, aluminium is 6*99 when the calculated value 
is 6*54 to 6*65—assuming the sp. gr. of steel is 7*80 or 7*88, and that of aluminium 
2*60 or 2*70. An alloy with 20 per cent, of aluminium has a sp. gr. 6*31 when the 
calculated value is 5*59 to 5*69, Hence, the observed sp. gr. are higher than the 
calculated values. G. Melland and H. W. Waldron gave for the sp. gr. of cast 
iron at 20°: 


A1 . 

. 0 

0-024 

0*527 

1*78 4*24 

8*31 

11*80 por c ent. 

Sp. gr. 

. 7*64 

7-58 

7*12 

7*11 6-88 

6*53 

6*69 

Z. Nishiyama’s values 

are indicated above. W. Brown 

obtained 

the following 

values for the 

sp. gr. a 

lul sp. vol. 




C 

Si 

Cr 

A1 

Sp. KI. 

sp. \ol. 

Sp. lit. 

0*67 

2-25 

- 

0*50 

7*5930 

0*13170 

0-1158 

0-24 

0-]H 


2-25 

7-51.32 

0*1,3310 

0-1165 

0-22 


1-5 

4-50 

7*1582 

0*13970 

0*1195 


The results show that up to 4*5 per cent, aluminium increases the sp. vol. by 0*0025 
]>er 1 per cent, aluminium. The subject was discussed by B. Simmersbach, and 
J. 0. Arnold. K. A. Hadfield, and G. Tammann and V. Caglioti measured the 
hardness of some of these alloys. Representing the percentage proportions of 
C : A1 in the alloys, R. A. Hadfield's data for the sp. gr. are : 

: A1 , . 0 20 : 0-01 0-17 : 0-72 0*21 : 1-60 0-24 : 2-29 0-26 : 9-14 

8p.gr. . . 7-781 7*765 7*624 7*554 6*672 

F. Gumlich represented the sp. gr., I>, of the alloys with p per cent, of aluminium 
by D- 7*865—0*1166p. C. Benedicks and N. and G. Ericson studied the sp. vol.; 
and L. Losana, the viscosity of the molten metal; and A. Kussmann and B. Schar- 
noff, the hardness. E. Sohnehen and E, Piwowarsky found that additions of 
aluminium up to 1 per cent, halve the hardness of iron-carbon alloys ; from 1 to 
8 per cent, has little effect, and further additions of aluminium increase the hard- 
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ness to its original value with 11 per cent, aluminium The subject was studied 
by k Taniguchi, and 0. Aleyer and R. Hobrock ; and the corrosion fatigue, by 

"imwii found that the presence of up to 2 per cent, of aluminium has little 
^ F Wist and co-workers gave for the mean ap. ht. of aluminium 

effect on the sp. ht. f jQ2.3f)^-i^ 0-21870-f0-00002fi9; and for the true 


co-worJeers, n. a. naaueiu, tt. u. --- ^ a nr d Jl • a c i i 

G. Calbiani, A. L. Norbury, P. Ostberg, S. A. Pog^m, A. M. Porteinn, A. Schulze 
A. E. M. Smith, E. K. Smith and H. C. Aufderhaar, and K. StyfFe, who found 
that up to 5 per cent, aluminium has very little effect; but with more than 
5 per cent, of aluminium, the alloys are stronger in tension, but they become 
brittle. R. A. Hadfield observed that if 0-2 per cent, of carbon is present, 
the limits of forgeability are between 5*6 and 9-14 per cent, aluminium, while 
L. Guillet found the limits to be 7-18 and 9*25 per cent, for alloys with 0*8 
per cent, carbon. T. D. Yensen and W. A. Gatward observed that with alloys 
prepared in vacuo, the tensile strength increases in direct proportion to the 
aluminium-content up to at least 6 per cent., the ultimate strength of the latter 
being 60 kgrms. per sq. mm. in the unannealed state, and 50 kgrms. per sq. mm. 
in the annealed state. The corresponding figures for purified iron are 34 kgrms. 
and 25 kgrms. per sq. mm. The toughness is only slightly affected by the aluminium- 
content. A selection from the results for iron with no more than 0*02 per cent, 
of carbon is summarized in Table LIX. The alloys, annealed at 1000°, were cooled 


Table LIX.— Mechanical Pbopebties of Some Al-Fe Alloys. 



Yield-iwint 

Ultimate streugtli 

Elongation (per cent) 

Beduetion 

area 

(per cent.) 



(ibs. per sq. iu.) 

(lbs. iH-r »q. In.) 

Before necking 

Ultimate 


f 0-00 

50,700 

54,700 

4-0 

20-0 

84-3 

<v 

0-02 

40,200 

46,400 

5-0 

28-0 

93-4 

0-80 

86,300 

86,600 

— 

25-0 

86-9 

I' 

2-67 

47,700 

69,700 

13-0 

30-0 

81-0 

4-55 

81,800 

84,400 

2-5 

23-0 

81-6 


6-24 

77,700 

86,000 

5-0 

28-0 

74-7 


r 0-00 

17,600 

34,900 

33 

00 

93-5 

© 

0-02 

13,900 

34,470 

32 

60 

91-6 


0-80 

21,700 

40,100 

26 

56 ! 

91-5 


2-67 

30,100 

49,400 

28 

49 

89-0 

•I 

4-55 

41,900 

00,200 

22 

49 

83-8 

1 

■< 

6-24 

53,400 

69,800 

11 

27 

55-5 


at the rate of 30° per hour. M. Wahlert found for alloys of iron with : 


Al . 

. 100 

98-0 

96-0 per cent. 

BrinelUs hardnosB 

. 30 

34 

40 

Tensile strength 

. 10-8 

11-7 

12-8 kgrms. per sq. mm. 

Elongation 

. 38-5 

30-0 

24-2 per cent. 


G, Melland and H. W. Waldron found the crushing load in tons per sq. in. to be 
for iron with aluminium : 

A1 . . . 0 0*26 0-3S9 0-722 1-260 2-376 3-82 

Crushing load . 101-2 42-5 60-63 45-3 46-18 61-0 50-10 

Z. Nishiyama’s values for the elastic constants are indicated above. Observations 
were made by H. Bohner, and R. L. Templin and D. A. Paul. R. A. Hadfield 
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observed th^ h * increases, and the ductility 

decreases. E. E. McC ollough studied the thermal expansion of some alloys ■ and 
A. Schulze found that the values of the coeff. of thermal expansion XlQo were as 

follow: 

10 52 jxT cent. 

12- 2U /10-« 

13- 70 xKr« 

16-12 xl(r* 


Aluminium 

0.72 

217 

5 G() 

20“-100“ . 

. 11-(>0 

11-74 

11-% 

lOO'-SOO” . 

. 13-1'.) 

13 21 

13-42 

300°-600" . 

• 14-42 

14°r>U 

14-88 


W. F. Barrett and co-workers found thiit .r tlie 
up to 5-50 per cent., the electrical levi^t- 
ance increased from 10*9 to 70*{) micr<»lmis 
Observations were made by S. A. 
din, and G. Tammann, and V. G.i^lioti. 

J. H. Partridge found that aluminium raises 
the electrical resistance of cast iron. 

T. D. Yensen and W. A. Gatward s results 
for the electrical resistance, given in Table 
LX, show that this property increases about 
12 microhms for each percent, of aluminium 
added. When the aluminium-content ex¬ 
ceeds 3 per cent., the rate of increase falls 
off more gradually. N. Kiirnakoff and (o- 
workers observed the singular points in¬ 
dicated in Fig. 421 for the electrical con¬ 
ductivity and the temp, coeff. of the con¬ 
ductivity of these alloys; A. Schulze, the 
electrical resistance. G. Tammann and 
E. Setter found that the potej^.iial of the 
iron-aluminium alloys in 0 -LV-H 2 SO 4 slowly 
falls with time when cathodically polarized, 
and rises when anodically polarized. A film 
of oxide is formed as passivity develojis. 

A. M. Portevin observed that with steel 
containing approximately 0-13 per cent, of 


iToportion of aluminium increased 
^1 



40 60 80 m 

Atomic percent Fe 

Fio. 421.—The Electrical Conductivity 
and Temperature Coefficient of the 
Conductivity for Iron - Aluminium 
Alloyi. 


aluminium, with different percentages of carbon, the electrical resistance, R 
microhms per cm. cube at 20^-23'’, is : 


A1 . 

0-51 

108 

204 

305 

5-08 

7*18 per cent. 
76-6 

pi Normal 
Hardened 

. 17-1 

26-3 

35-9 

50-7 

63-6 

. 17-5 

27-2 

35*5 

51*4 

65-4 

77-3 

and for steels with 

approximately 0-75 per cent, of carbon : 


A1 . 

105 

2 09 

2 89 

4-65 

916 

14-90 per cent. 

P • Normal . 
^\Hardonc(l 

30-3 

47-4 

53-0 

65-6 

92-0 

87-8 

. 41*8 

67-2 

00-9 

76 5 

100-6 

99-6 


W. F. Barrett and co-workers gave IM microhms per cm. cube for the increase 
in the resistance of iron produced by 1 per cent, of aluminium; A. M. Portevin 
gave 11’7 microhms ; T. D. Yensen and W. A. Gatward, and E. Gumlich, 12*0 
microhms. C. Benedicks’ formula for the conductivity—t’lcfe supra, Fe-Cu alloys 
—is not generally applicable. Observations were also made by E. Gumlich, and 
M. Kuroda. E. L. Dupuy and A. M. Portevin measured the thermoelectric force 
of aluminium steels against copper over a range of temp, from —80^ to 100°. The 
results expressed in millivolts with steel annealed at 1000°, and quenched from 
1000°, are as follow : 
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(j . 

A1 . 

Annealed | 


017 013 

204 304 

~7-50 -11-50 
-12-65 — 


0-08 0-81 
7-18 4-66 

-16-60 -10-00 

— -14-65 
-16-80 -13-60 

— -16-30 


0-66 0-67 

7-00 9-16 

-11-30 -16-10 
-16-05 — 

-16-60 -14-60 


0-86 per cent, 
14-90 „ 

-8-60 
-13-15 
-12-80 
-14-05 


Hardenedj 


-80® -8-10 -11-70 
100® -11-50 -10-05 


Observations were made by E. Sedstrom. J. H. J. Daggar stated that the addition 
of above 5 per cent, of aluminium rapidly destroys the magnetic properties of iron. 
The magnetic qualities of the alloys were examined by M. E. Thompson and 
co-workers, S. W. Richardson and L. Lownds, 8. W. Richardson, R. L. Wills, 
W. M. Hicks, T. D. Yensen and W. A. Gatward, J. H. Partridge, E. Gerold, 
C. Eickmeyer, W. F. Barrett and co-workers, L. Guillet, A. Schweitzer, E. Gumlich, 
and G. Dillner and A. F. Enstrom, T. D. Yensen and W. A. Gatward found tliat 
aluminium, like silicon, has a beneficial effect when added in small quantities. The 
results for alloys with no more than 0*02 per cent, of carbon are summarized in 
Table LIX. The best alloys obtained, contained about 0-40 per cent, of aluminium, 
annealed at 1100®, and cooled at the rate of about 30® per hour, had a maximum 
permeability above 35,000. The hysteresis losses, for /^max. — 15,000, 

are 450 and 1000 ergs per c.c. per cycle, respectively. For higlier aluminium- 
contents the magnetic quality decreases gradually, so that the alloy containing 
3*5 per cent, aluminium has a maximum permeability of 20,(XK) and hysteresis 
losses for the given densities of 1000 and 2200 ergs, respectively. This loss is only 
one-half that of the 3*5 per cent, commercial silicon steel. A. Kussmann and 
B. Scharnoff observed no relation between the coercive force and hardness. E. Gum¬ 
lich studied the magnetic saturation of iron-aluminium alloys ; and A. Schulze 
the magnetostricture in different magnetic fields. Observations were also made 
on the effect of the magnetic intensity, and magnetic concentration on the magneto¬ 
stricture. 

G. Tammann and G. Siebel found that the introduction of aluminium results 
in a marked reduction in the rate of oxidation of iron. J. E. Stead stated that the 
presence of aluminium increases the liability of steel to corrosion. G. Tammann 
and E, Setter discussed the passivity of the alloys. A. Hauttmann observed that 
the increases in weight, in grins, per sq. m. per hour, due to oxidation which occurs 
when the iron-aluminium alloys are heated for 48 hrs. in air, are : 

A1 . . . 0 1-84 3-72 9-44 22-34 38-32 per rent. 

Oxidation . 45-7 36-2 31-5 0-57 0-29 0-14 


F. C. Calvert and K. Johnson observed that dil. sulphuric acid will extract the 
iron from the alloys and leave the aluminium ; and F. Wohler, that soda-lye 
extracts the aluminium and leaves the iron. The alloys are soluble in hydrochloric 
acid. C. F. Burgess and J. Aston observed that the corrosion of alloys of electro¬ 
lytic iron with 0, 0*067, and 1*333 per cent, of aluminium is represented by a loss 
of respectively 1*300, 0*628, and 0*760 grins, per sq. dm. when immersed for an 
hour in 20 per cent, sulphuric acid; or by loss of respectively 0*499, 0*513, and 
0*390 kgrm. per sq. metre per year when exposed to the weather for 162 days 
from July to February. S. Satoli studied the nitridizing of these steels by heating 
.them in ammonia at 560® to 580 ’; and G. Bauer, and A. von Zeerleder, the effect 
of aluminium on the resistance of steel to dil. sulphuric acid. H. Gruber found 
that with alloys 60x13x12 mm. after an hour's exposure to hydrogen sulphide ; 


Al;Fe 

700*’ 

800'’ 

000' 

j 0 : 100 . 

0-76 

5-51 

10-0 

5 ; 95 

1-37 

4-89 

12-8 

10 ; 90 

0-33 

2-38 

J9-1 

115:85 

0-05 

0-15 

25-0 

aluminium alloys 

for aeronautical and other 

work involved 


Gain in weight 


observations on alloys containing preponderating proportions of aluminium. 
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A1 

Pernu'a* 

Densit.N 

Permeability 

Hysteresig 
loss (ergs) 
(c.c. per cycle) 

lletentivity 

1 (gausses) 

Coercive 
force 
(per cm ) 

Sp. elect, 
resist¬ 
ance 


bility 

(naussps) 









(micr- 

Vt ■' 




B’^ 



B^ 

= 


(max.) 


ohm^^i) 




H — 


B- 

JS *=• 

(at 20“) 





10,000 

i 15,000 

10,000 

15,000 

10,000 

15,000 

10,000 

15,000 


rOOO 

1,600 

0,000 

1,162 

605 

5340 

10,100 

5080 

6,660 

1*7 

21 

9*7 


0-02 

2,200 

6,200 

! 1,885 

1,035 

— 


.— 

— 

— 

— 


09 

0-80 

1,020 

6,600 

1,250 

677 

5890 

10,630 

6580 

6,980 

21 

2*4 

19-4 

d 

2-67 

2,400 

4.820 

764 

394 

5080 

8,970 

4770 

4,870 

, 1-9 

21 

40-2 

d 

4-55 

7G3 

4,200 

477 

220 

9600 

16,000 

4600 

4,700 

3-2 

3-5 

59-0 

P 

L6-24 

000 

3,200 

333 

160 

— 

-- 

- 

— 

— 

— 

h 

rOOO 

17,800 

9,000 

17,750 

8,290 

954 

2,060 

9080 

14.200 

0-33 

0-40 

9-7 


002 

24,.300 

12,100 

22,250 

12,500 

980 

2,240 

9360 

14,600 

0-32 

0-43 

10-2 


0-80 

14,000 

8,000 1 

12,500 

3,960 

878 

2,458 

8600 

12,760 

0-35 

0-47 

19-2 

’3 

2G7 

12,300 

8,000 

11,750 

1.260 

1195 

2,080 

8600 

11,700 

0-40 

0-60 

39*9 

a> 

C 

4-55 

14,000 

7,200 

12,500 

690 

1304 

3,440 

9600 

11,900 

0-42 

0-57 

57 3 

d 

< 

L5’72 

11,500 

0,000 

7,700 

273 

1290 

3,150 

8600 

10,200 

0-41 

0*45 

68-7 

% 

'000 

17,600 

7,000 

10,050 

7,600 

890 

2,100 

8835 

13,000 

0-30 

0*41 

9-7 

s 

002 

20,800 

0,200 

18,150 

7,500 

099 

1,780 

9195 

13,000 

0*23 

0-35 

10*2 

3 

0*80 

20,900 

7,000 

17,230 

3,960 

700 

1,590 

8920 

11,800 

0-23 

0*25 

19-2 


207 

19,700 

7,600 

10.150 

2,000 

703 

1,790 

8800 

11,400 

0-23 

0*26 

.39-7 

s 

'et 

4-55 

19,800 

0,000 

11,750 

483 

986 

2,630 

8800 

11,300 

0-27 

0*50 

67-9 

a> 

d 

d 

6-24 

< 

10,060 

3,200 

7,400 

259 

922 

2,830 

8200 

9,100 

0-27 

0-31 

70*4 


E. J. Anderson said that no binary alloy of aluminium and iron is employed com¬ 
mercially. V. A. P]dwards studied the mechanical properties of the binary alloys 
with up to 5 per cent, of iron ; and H. Schirmeister, alloys with up to 12*5 per cent, 
of iron. S. A. Pogodin, 0. L. Kowalke, C. A. Edwards, W. Roseniain, J. Ohly, 

F. C. Lea, N. A. Ziegler, M. Ballay, E. T. Richards, A. V. Farr, S. F. Herman 
and F. T. Sisco, Fuss, K. Yamaguchi and I. Nakamura, and L. J. Wills also 
studied the properties of some ternary aluminium-copper-iron alloys; V. Fuss, 
of some ternary aluminium-magnesium-iron alloys, and of some aluminium-zinc- 
iron alloys ; (\ A. Edwards, L. J. Wills, some quaternary Al-Cu-Fe-Mg and 
A I- (’ll -Fe-Zn alloys. 

W. Kroin- studied some gallium-iron alloys. According to E. Isaac and 

G. Tammann, thallium-iron alloys were not obtained because the b.p. of thallium, 
1515"^, is below the m.p. of iron. J. G. Gahn heated to whiteness a mixture of 
ceric and ferric oxides, and charcoal, and obtained a green, porous, brittle, magnetic 
mass, which appeared to be metallic w’hen filed. Observations were made by 
P. Oberhoffer. 

H. C. Kremers and R. G. Stevens found that the lantbanum-iron alloy (85 ; 15) 
is liard, but is not pyrophoric when scratched with a file. A 30 per cent, alloy is 
much harder, and shows no increase in pyrophoric qualities. The alloy is resistant 
to tarnishing in air. N. Ageeff and M. Zamotorin studied the diffusion of cerium 
in iron. The cerium-iron alloys w^ere investigated by R. Vogel, H. Suchanek, 
L. W. Spring, A. Trillat, and A. Hirsch. Starting from 05-6 per cent, cerium, free 
from neodymium and praseodymium, but with lanthanum and traces of iron, 
melting at 775®, R. Vogel found that the f.p. falls to a eutectic at 635® and 5 per cent, 
of iron. The rising branch of the curve shows the existence of iron hemiceridet 
C^eFeg, which changes at 773® into iron pentitadiceride, Fe 5 C'e 2 —or, according to 
P. Clotofsky, into iron ceride, GeFe. L. Guillet studied the hemiceride. The 
second break in the curve is at 1085®, where this ccride breaks up into solid soln. rich 
in iron, and liquid. The solid soln. contains up to 15 per cent, of cerium at 1085®, 
diminishing on cooling to about 11 per cent, cerium at 850° and lower temp. It 
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undergoes two polymorphic changes due to those of iron at 840° and 795°. The 
latter is recognized by the appearance of magnetic properties on cooling. The 
change in the saturation of the solid soln. at these transition points is too small to 
be observed; the two cerides do not form solid soln. The reactions in the solid 
state take place slowly, and there is a difficulty in obtaining equilibrium. The 
hemiceride is magnetic at ordinary temp, but becomes non-magnetic at 116°. It 
is uncertain how far the second compound is magnetic since the alloys contain the 

magnetic solid soln. which becomes non-magnetic 
——r~r T ]"]75^ hardness is a maximum at 60 per 

- _ - cerium. F. Clotofsky found that the curve 

MOO'^ ~ “ j showing the variation of the potential difference 

^ composition with a soln. of 0*3iV-cerium 

1200 i chloride and 0*2iV-ferrous chloride has breaks 

o I K'“' corresponding with the existence of iron ceride, 

_ ZZL ' 7 CeFe, and with iron hexitaceride, CeFcg, but the 

800° _ —composition of the latter is not certain. H. Beck 

^ said that at 800°, molten cerium takes up con- 

_ _ siderable amounts of iron ultimately forming 

-- i -1 _ _ } what he regarded as iron decitaceride, CeFeio- 

i00° -^ - A. B. Schiotz obtained alloys approximating 

-co- <o- Ce 2 Fe 3 by the electrolysis of soln. of ferrous and 

20f -- cerous salts. R. Vogel found tliat the sat. solid 

—,«=!==»«- cerium and iron is more resistant to oxi- 

^ 60 80 /OO than pure iron ; the compounds are readily 

Per cent. Fe oxidized. The pyrophoric properties of the alloys 

Fig. 422.-Equilibrium Diagram maximum with 70 per cent, of cerium, and 

of the Ce-Fe Alloys. depend on the presence of one or other of the com¬ 

pounds. Pyrophoric cerium alloys usually consist 
of a hard compound embedded in a softer, readily oxidizable ground mass. The 
pyrophoric alloys obtained by alloying mischmetall with about 30 per cent, of 
iron were j^atented by A. von Welsbach; and the subject was discussed by 
H. Kellermann 5. 38, 10. F, Martin studied Kerr's effect. The mechanical pro¬ 
perties of alloys with cast iron were examined by R. Moldenke, E. Kothny, 
E. K. Smith and H. (I Aufderhaar, J. E. Hurst, etc.; and the magnetic properties 
by G. Rassat. H. W. Gillett and E. L. Mack thus summarize the effects of 


Cerium is readily oxidizable and, like uranium, is difficult to introduce into steel witliout 
segregation and loss. Cerium can oombino with sulphur and act like manganese in pre¬ 
venting the formation of iron sulphide. Some sulphur may bo eliminated by the use of 
cerium, but cerium steels retain some of the sulphur compounds or some oxidation jiroducts 
of cerium as inclusions and are prone to excessive dirtiness. Up to amounts which can bt^ 
introduced without too much difficulty, the effect of cerium on the critical points, the 
propensity for hardening and the meclianical properties seems to be very small. Tests 
on certain steels are generally vitiated as far as showing the alloying action of cerium by the 
multitude of non-metallic inclusions present. Cerium is probably present in steel, at least 
in part, as carbide. A steel containing 0-25 jier cent, cerium gives a strong acetyleiH*diko 
odour on exposure of a fresh fracture. After giving various tests in detail and analyzing 
the results, they conclude that cerium apjiears to have no true alloying effect in steel and 
does no good. Since it gives rise to inclusion, it probably does harm. There is a possibility 
that it might bo used as a scavenger to eliminate or control sulphur if means could be found 
to eliminate the acroinpanying inclusions. 

The iron-silicon alloys* and ferrosilkon were discussed iu connection with the 
iron silicides— 6 . 40, 13. G. Tairimann and K. Schaarwachter found the attack 
of iron by silicon begins at about 1000°. R. Walter observed that when soft iron 
together with silicon or a high percentage ferrosilicon is heated to 1250°, a vigorous 
reaction occurs, the temp, rises above 1800°, and the mass melts. The early 
samples of siliceous iron contained up to about 6 per cent, of silicon; and the 
siliceous cast iron known as glazed pig, or burnt pig, formerly rejected as useless, 
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my now be mamkrtuied deliberately J. Percy, aud C. J.£. Kar«ten obtained 
highly Bihceous iron by heating iron and silica in the presence of carbon ; the silica 
IS not reduced if carbon be absent. Alloys were made by E. Kiley in 1872 ; and 
by A. Pourcel in 1878. T. E. Holgate gave a number of analyses showing that the 
proportion of carbon decreases as the silicon-content increases; and in 1862, 
H. Caron had observed that silicon transforms combined carbon into the graphitic 
state. G. J. Snelus, in 1871, and C. Wood also, in 1885, observed silicon converted 
combined carbon into free carbon and so transformed white cast iron into grey 
cast iron. The alloys were discussed by J. Ohly, W. Schut and J. D. Jansen, 
J. Arnott, G. Kothny, H. D. Hibbard, R. P. Hudson, H. Buchholtz, H. Koppenberg, 
G Wallmann, K. von Kerpely, J. Silberstein, H. Jungbluth, M. Debar, C. A. Heise, 
W. Guertler, R. Walter, F. Peters, A. T. Lowzow, J. Escard, J. W. Richards, 


J. Harden, E. Piwowarsky, R. Namais, E. Donath and M. Hailsig, P. Girod, 
A. Ledebur, G. P. Scholl, J. Ohly, B. L. Vanzetti, W. Pick and W. (bnrad, 
F. M. Becket, H, (\ H. Carpenter, M. G. Corson, P. H. Brace, W. G. Merten, 
H. Delomenie, and E. Lievenie. Some of the trade-names of the corrosion- 


resisting iron-silicon alloys are : duriron, tantiron, corrosiron, ihermisilid, elianitey 
ironac, and mttillure. They carry from 13*5 to 16*9 per cent, of silicon, 81 to 85*5 
per cent, of iron, 0*2 to 1*25 per cent, carbon, 0*06 to 0*78 per cent, of phosphorus, 
0*01 to 0*15 per cent, of sulphur. Metillure has 0*25 per cent, of aluminium, and 
elianite, 2*23 per cent, of nickel. T. D. Yensen found that carbon is more effective 
as a deoxidizer than silicon, and that 2 to 3 per cent, of silicon is about as effective 
as 0*3 per cent, of carbon. Silicon can dissolve in iron in all proportions, but 
only 4 to 5 per cent, of carbon dissolves in the absence of special impurities or 
metalloids. The control of the proportion of silicon in pig-iron was discussed by 
W. H. Morris; and J. W. Thomas showed the variations in the proportions of 
silicon in pig-iron as the iron flows from the blast-furnace. The deoxidizing powers 
of silicon were discussed by C. H. Herty and G. R. Fitterer. The behaviour 
of silicon in cast iron, etc., was studied by 1. L.* Bell, C. F. Joseph and 

A. L. Boegehold, 0. von Keil and F. Ebert, G. Jiingst, P. Oberhoffer, M. H. Wick- 
horst, A. Smith, J. M. Weeren, J. S. Kennedy, P. Girod, W. Venator, and 

B, Neumann. T. Turner, and W. J. Keep and E. Orton observed that white 
cast-iron which gives porous and brittle castings yields a metal free from honey¬ 
combing, and possesses greater strength when it is associated with a little silicon. 
With up to 2 per cent, silicon, the iron becomes grey, and possesses a maximum 
strength. With more silicon, the iron remains grey, but becomes weaker, and 
closer grained. V. F. King observed that in pig-iron the carbon liberated on 
cooling is proportional to the proportion of silicon, and he also estimated the 
rate of elimination of the metalloids in the Bessemer process. F. Gautier said 
that some of the alleged ill-effects of silicon, by C. J. B. Karsten, etc., may be due to 
the presence of silica, which, as H. von Jiiptner emphasized, may accumulate 
between tlie crystal grains, and lower the tenacity of the metal. R. A. Hadfield 
also favoured this view, for he observed that the presence of up to 2 per cent, silicon 
imparted a remarkable ductility and toughness in the bending and tenacity tests. 
L. Guillet said that the only silicon steels capable of being rolled are those with less 
than 5 per cent, silicon and 0*20 per cent, carbon, and with 2 per cent, silicon and 
0*80 per cent, carbon. According to R. A. Hadfield, a specimen with 0*24 per cent, 
silicon did not forge well since it cracked while being hammered ; but samples with 
0*79 to 5*53 per cent, of silicon forged at a yellow-heat. Samples with higher pro¬ 
portions of silicon are red-short and crumble at a low red-heat even when there 
is only 0*25 per cent, of carbon ; with a higher proportion of carbon, the metal 
becomes red-short with a lower proportion of silicon. The red-shortness is not 
removed by further additions of silicon, or of manganese. The fractures with 2*18 
per cent, silicon are silky, and with higher proportions they are coarsely crystalline. 
T. D. Yensen found that the limit of forgeability of iron-silicon alloys lies between 
7 and 8 per cent, silicon. A critical range occurs between 2*55 and 2*60 per cent. 
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siJicou iu which the alloyt. arc very brittle, being in some cases unforgeable. Accord- 
iflff to E. A. Hadfield, neither annealing nor water-quenching has any effect on the 
structure of cast or forged silicon steel. There is a striking change in the fracture 
on exceeding 2-5 per cent, silicon. The crystals become large, have a glazed appear- 
ance, and cleave after the manner of speJgeleiseri. As this crjstalime structure 
becomes more marked, the metal becomes very brittle, approaching silicon cast iron, 
and is non-malleable. The presence of silicon iu steel is fatal to welding. C. F. Bur¬ 
gess and J. Aston discussed the working qualities of the silicon-iron alloys. 

F. Osmond found that silicon combines with iron with the evolution of heat, 
but the resulting compound is decomposed by an excess, and it can exist only if 
sufficient silicon be present. A. Fry, N. Ageeff and M. Zamotorin, M. Dubowicky, 
and L. Guillet discussed the diffusion of silicon in solid iron ; and W. F. Holbrook 
and co-workers, in liquid iron. The equilibrium diagrams of the iron-silicon 
system, and of the iron-carbon-silicon system were discussed in connection with 
the iron silicides 6 . 40, 13. There is not yet general agreement in all parts of 
the equilibrium diagram—particularly below 15 per cent, silicon. B. Stoughton 
and E. S. Greiner's summary is indicated in Fig. 423. The curve of magnetic 

transformation, FK(t, oc¬ 
curs at 760"^ with an alloy 
having T76 per cent. Si, 
drops to 450° as the silicon 
increases to 17*04 per cent., 
and remains at 450° with 
alloys having up to 25 per 
cent., it is perceptible with 
alloys having 27*30 per 
cent, but not with alloys 
having a higher proportion 
of silicon. The curve FKG 
thus represents the effect of 
silicon on the Ao-transfor- 
mation of iron. N. B. Pil¬ 
ling observed a sharp line 
of demarcation between 
brittle and ductile alloys 
Fig. 423. —Equilibrium Diagram of the System : —-probably the dotted line, 

Iron-Silicon. Fig. 423 ; and B. Stough¬ 

ton and E. S. Greiner ob¬ 
served confirmatory evidence on the temp.—electrical resistance curve. Alloys 
with less than 33 per cent, of silicon undergo a complex series of transformations 
*on cooling; the line AB is supposed to represent the peritectic formation of 
FeaSi at 1255°, because T. Murakami observed no evidence of heat corresponding 
with CD in alloys with less than 18 per cent, of silicon, and because on extra¬ 
polating N. B. Filling’s results, the curve AB connects with the peritectic 
reaction at B. It may be that the curve AB connects with CD at C instead 
of the peritectic reaction at B. T. Murakami regards the magnetic transforma¬ 
tion FK, and JKG as changes of phase, and the line /// represents a transforma¬ 
tion of Fe 3 Si 2 . The liness eparating the y- from the a-phase have been traced 
by F. Wever and P. Giani, R. Frilley, H. Baser and P. Oberhoffer, M. Bam 
berger and co-workers, and A. Sanfourche. Fig. 423 is based on the assump¬ 
tion that four silicides are formed. M. G. Corson considered that his photo¬ 
micrographs demonstrate the existence of iron tritasilioide» Fe^Sij formed by 
a peritectic reaction between the melt and the solidus at B ; then a peritectic 
reaction sets in at 1020°, the line DEy between FesSi and FeSi, to form iron tritadi- 
silicide, Fe 3 Si 2 , thus Fe3Si4-3FeSi;F^2Fe3Si2. The ditritasilicide is decomposed 
at temp, exceeding Z)F, and the tritasilicide is decomposed when heated to BN. 
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There i« a maximum in the m.p. curve curreeponding with iron monosilicide FeSi 
and a hidden “a™?um in its m.p. curve corresponding with ironSS FeS 

**f¥e4Fe.Si and¥pS\ ^AH** ’ olAlia eiiaAftace 

oi FejSi. Fejsbi-i and FeSi^. Alloys with over 53-3 per cent, oi silicon are comnaia- 

TW is’^iV'S^^Vff and the disiliclde i M. 

There IS only o difference of temp, between the eutectic at P and the m.p. of the 

aiisuicide at M, The 0-phase is a solid soln. of the disilicide in silicon. According 
to J. L. Haughton and M. L. Becker, the liquidus and solidus curves of the a-solid 
soln. lie close together and fall at 35 per cent, silicon to 1198° ; the eutectic temp, 
with the c-phase—-FeSi. The maximum of the liquidus curve in the €-region is 
at 1410°, and falls at 51 per cent, silicon to the eutectic with the ^-phase at 1213°. 
The ^-phase is thought to be iron hemipentasilicide* Fe2Si5, which forms a eutectic 
with 59 per cent, of silicon at 1208°. Iron is but slightly soluble in silicon, but the 
solubility of silicon in iron at the eutectic point is 18*5 per cent, and it falls to 15 
per cent, at about 800°. In agreement with T. Murakami, the arrest on the cooling 
curve, at about 1030°, is attributed to the formation of iron tritadisilicide, Fe3Si2. 
There is another arrest at 950", which has not yet been interpreted. Silicon lowers 
tlie jSa-transformation until it meets the boundary of the Tj-phase at 490° and 14*5 
])or cent, of silicon, after which the curve is horizontal up to 25 per cent, silicon. 
The magnetic transformation at 82° is due to a change in the ry-phase. R. T. Haslam 
and L. E. Carlsmith, and A. Fry studied the diffusion of silicon in iron —vide cemen¬ 
tation—and A. Sanfourche, the cementation of iron with silicon by means of silicon 
tetrafluoride. F. WiiAst and 0. Petersen, and G. Charpy and A. Comu-Thenard 
showed that the solu})ility of carbon in iron decreases as the proportion of silicon 
increases. The solubility of carbon in iron was discussed by W. Gontermann, 
K. Honda and T. Murakami, D. Hanson, H. Voss, F. Roll, A. Merz, T. F. Pearson, 
A. L. Norbury, J. H. Andrew, M. L. Becker, H. Moissan, F. Poboril, and J. E. Stead. 
F. Wii.st and 0. Petersen found that the presence of silicon causes the ledeburite 
point to occur with a lower proportion of carbon, or at a higher temp.; and, as 
indicated above, it renders the formation of cementite more difficult, and favours 


the production of graphite. M. L. Becker found that as the silicon increases up to 
4 per cent., the solubility of carbon at any constant temp., between 940° and 1100°, 
decreases, whilst the effect of temp, in raising the solubility becomes less marked. 
Below 940°, probably in the neighbourhood of 920°, the solubility drops to zero. The 
effect of silicon on the Ar4-arrest was also discussed 6 . 40, 13, and in connection 
with the equilibrium diagram of the carbon-iron alloys. F. Osmond, W. Gonter¬ 
mann, T. D. Yensen, L. Grenet, T. Naske, K. Honda and T. Murakami, and 


G. Charpy and A. Cornu-Thenard showed that the effect of silicon is to raise the 
temp, of the A3-arrest, and to diminish its intensity ; whilst R. Ruer and R. Klesper, 
A. Sanfourche, F. Wever and P. Giani, G. Phragmen, and D. Hanson have shown 
that the A4-arrest occurs at decreasing temp, and gradually disappears. This, 
coupled with the fact that A. Westgren and G. Phragmen found that the space- 
lattice of 5- and a-iron are the same, led P. Oberhoffer, D. Hanson, and T. D. Yensen 


to suggefit that with silicon above, say, 1*5 to 2'5 per cent., the A3- and A4-arrest8 
merge into one another, and y-iron is no longer present in the system. F. Wever 
and H. Moller studied the X-radiograms of the monosilicide. F. Wever and P. Giani 
also found that the a->y transition temp, is raised and the y->S transition temp, is 
lowered by increasing proportions of silicon, and no transition occurs when more 
than 1*8 per cent, of silicon is present. The subject was studied t)y J. H. Andrew, 
R. S. Archer, A, Carnot and E. Goutal, 6, de Chalmot, W. Claus and R, Hensel, 
W. Haufe, A. Hayes and co-workers, K. Honda and T. Murakami, A. Jouve, A. Kriz 
and E. Poboril, P. Bebeau, A. L. Norbury and E. Morgrn, P. Oberhoffer and 
C. Kreutzer, G. Phragmen, N. B. Pilling and G. P. Halliwell, C. Schols, 
H. A. Schwartz and co-workers, H. Scott, E. Vigouroux, and F. Wever. F. Korber 
described the “ etching colours ” of the iron-silicon alloys. 

VOL. XIII. 2 o 
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H. A. SchwBrtz and A. N. Hird observed that in the freezing of the eutectic for 
the ternary system, the silicon will })e rejected to the liquid and will be found - 
possibly as a silicocementite—in the eutectic cementite if the cooling is slow enough 
for equilibrium conditions. G. Charpy and A. Cornu-Th(^nard thus summarized 
tlieir observations on this subject. The As-point rapidly decreases as the pro¬ 
portion of silicon increases. The Ag-point falls gradually in the temp, scale when 
the percentage of silicon rises ; it loses little by little its intensity, but still persists 
when 7 per cent, of silicon is present. In this case, the Ag-point is the only anomaly 
appearing on the thermal diagram of alloys containing a low proportion of carbon 
even when the rate of variation in temp, is sufficiently accelerated. The effect of 
silicon on the eutectic temp, of the pearlite precipitation was examined by F. Wiist 
and 0. Petersen, A. P. Hague and T. Turner, and W. Gontermann. D. Hanson 
also studied this subject. E. Sohnehen and E. Piwowarsky observed that silicon 
reduces the solubility of carbon in iron, and 5*7 per cent, of silicon raises the 
eutectoid temp, to 940°. F. Wever and P. Giani, E. Gumlicli, and K. Honda and 
T. Murakami studied the effect of silicon on the temp, of thejS- to a-magnetic change. 
W. Guertler and G. Tammann found that with the following atomic proportions 
of silicon, the Arg-point was but little affected : 

Silicon . . 0 0C> 10*40 20*00 29 10 38*60 47*50 at. 

Arg-arrest . . 700^ 750^ 746*^ 735^ 720^ 720" per cent. 


According to G. Charpy and A. Cornu-Thenard, the individuality of the Ag-point 
is more clearly indicated by the fact that it is possible, at will, to retain in or eliminate 
from its vicinity the Ai-point, by bringing into play the precipitation of graphite. 
The temp, at which the Aj-point occurs rises with increasing proportions of silicon, 
reaches and finally passes the Ag-point, and at the same time it becomes fainter. 
After reaching a given proportion of silicon and a given rate of variation of temp., 
the Aj-point completely disappears, and all the carbon in the metal is then graphite. 
The effect of silicon on the critical temp, of iron was discussed by E. Gumlicb, 

W. E. Ruder, A. P. Hague 
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—The Constitutional Diagram of Alloys of Iron 
with Small Proportions of Silicon. 


and T. Turner, F. Os¬ 
mond, J. 0. Arnold, 

G. Charpy and A. Cornu 
Thcnard, R. Kuer and 
R. Klesper, B. Kjerr- 
man, F. L. Meachain, 
T. Baker, P. Debye, 

H. Faxen, L. M. Bril- 
loiiin,I. Waller, F. Wever 
and P. Giani, H. Es- 
ser and P. Oberhoffer, 
P. Oberhoffer and H. He- 
ger, E. H. Schulz and 
F. Bonsmann, A. San- 
fourche, F. Wiist and 
0. Petersen, T. D. Yen- 
sen, W. Gontermann, 
and K. Honda and 
T. Murakami — vide 8 . 
40, 13. 

The results of 
C\ Kreutzer with the 
X-radiograms are sum¬ 
marized in Fig. 424. 


With Up to 2*2 per cent, of silicon, a-iron changes into 8-iron through y-iron ; with 
2*2 to 2*5 per cent, of silicon there is a region where a- and y-irou can co-exist, but 
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above 2*5 per cent, of silicon, the a-phase changes directly into the 8 -phase. Accord¬ 
ingly, T. D. Yensen represented the constitution of the low-silicon alloys of iron, 
with 0*001 to 0*1 per cent, of silicon, by Fig. 424. The dotted lines have not been 
established experimentally. The A^-arrest increases rapidly with a decrease of 
carbon, below 0*05 per cent., when the ])roportion of silicon is constant, and this 
leads to the conclusion that the A 3 - and A 4 -transformations depend on the carbon- 
content in sucli a way that the lower the carbon, the less the proportion of silicon 
needed to eliminate these points. Hence, the 1*5 to 2*5 per cent, of silicon reported 
to be needed to efface the A 3 -arrest is really dependent on the proportion of 
carbon, and with no carbon no silicon would be required to obliterate the A 3 -arrest 
provided oxygen and other interstiti.al impurities can be kept out. A. Westgren 
and G. Phragmen observed that the y to 8 -transformation is a reversion of the 
a to y-transformation, and P. Oberhoffer, and G. Phragmen found that with 2*5 per 
cent, silicon steel, the a- and 8 -ranges form one common domain ; and E. C. Bain 
made a similar observation with respect to chromium steel. 

The silicon is presumably present as silicide in molten cast iron ; and during 
solidification when the eutectic breaks up into solid cementite and austenite, the 
silicide was thought by W. Gonterrnann to divide itself between the cementite and 
austenite. J. E. Stead observed that in low silicon irons, the austenite retains 
the silicon in solid soln. as silicide, but as the proportion of silicon in the iron 
increases, some unites with the carbide to form iron carbosilicide —silicocementite, 
possibly Fe 3 (Si,C). Indeed, he observed that two different cementites crystallize 
from high silicon irons—one, comparatively free from silicon, becomes red on 
heat-tinting, and the other, comparatively rich in silicon, remains white during 
the heat-tinting. The highly silicified cementite is unstable, and J. E. Stead 
considered that it is responsible for the graphitic condition of cast irons. The 
carbon in the iron carbide may be precipitated at high temp, by the diffusion of 
the silicide from the austenite. In the cooling of solid, high silicon irons, the 
austenite, remaining after the separation of the primary graphite, deposits more 
cementite associated with more or less silicide, and the silicocementite will be less 


likely to persist the higher the proportion of silicon in the iron. At the temp, of 
the pearlitic change, there is still present the soli3 soln. of cementite containing 
much silicide. As the solid soln. is resolved into pearlite, and if the ])roportioii of 


silicon is high, the whole of the pearlitic carbide dissociates 
into a ferrilic matrix with the silicon in solid soln. as silicide. 
The cooling curve of grey cast iron with a trace of combined 
carbon ; graphite, 3*30 per cent.; manganese, O-fiTG ; silicon, 
4*321 ; sulphur, 0*025 ; and phosphorus, 1*660, has an arrest 
at 1118'’, the primary f.p., and freezing is extended to 1030'’ 
as the iron carbide, containing the bulk of the silicon, 
dissociates ; the arrest at 943'’ is due to the freezing of 
the iron-phosphorus-carbon eutectic; the arrest at 850° is 
due to the formation of pearlite, and the arrest at 690'’ is 
probably due to the formation of pearlite in the eutectic of 
iron and phosphorus, and it points to the conclusion that 
silicon is not a constituent of the austenite of the ternary 
eutectic. P. Bardenheuer and M. Kiinkele, and P. Oberhoffer 
and 0. Kreutzer studied the effect of silicon on the arrests. 



11. Hanson studied the effects of 0*4 and 1*9 per cent, of Per cent carbon 


silicon on annealed and quenched iron-carbon alloys. Fig. 425 .- The Effect 


T. F. Pearson also examined the effect of silicon in hastening 
the graphitization of carbon-iron alloys—vide supra, cast iron. 
K. Schichtel and E. Piwowarsky found that the solubility of 


of Silicon on tlie 
Solubility of (^arbon 
in Iron. 


carbon in liquid iron is lowered by the presence of silicon, and the effect on the 


carbon solubility curve is shown in Fig. 425. The effect on the proportion of 
carbon in the eutectic, and on the eutectic temp, is shown in Fig. 426. Observat ions 
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irprP 8J«o made by F. K. Bachman, W. Gonternmnn, A. L. Norbury, K. Honda 
and T Murakami B. S. Summers, and F. B'iist and 0^ Fetereen, The reduction per 
“it of^lkon up to 3 per cent., is smaller the higher the proportion of silicon, 
Zdith over’s ler cent, of silicon, the reduction is proportional to the content 
of silicon, but increases from 0-28 to 0-40 unit of carbon per unit of silicon as the 
temp. ri.ses from 1200° to 1700°. The addition of 1-2 to 6 per cent, of silicon to 
hypooiitectic alloys of carbon and iron causes graphite to separate in a very finely 
divided form, but with hypereutectic alloys, the graphite separates in ueedles- 
vidc supTQy graphitization. With ternary, iron*carbon-phosphorus alloys, the 
addition of 1-2 to 2-8 per cent, of silicon displaces the porphyritic line, CE, towards 
the iron end ot the diagram, and as the proportion of silicon increases, the solidi¬ 
fication range becomes smaller and smaller, and the proportion of molten metal 
which solidifies in primary crystals is larger. Hence, with composition almost up 
to the eutectic, the graphite separates completely from the primary crystals, in a 
finely dispersed form. P. Oberhoffer found that the range of existence of the 
y-phase becomes smaller as the proportion of silicon increases, and disappears with 
alloys having over per cent, silicon. D. G. Anderson concluded that with 



Fig. 426.—^The Effects of Silicon on the Carbon 
m the Eutectic, and on the Eutectic Tem- 
]ierature. 


Fio. 427.—The Constitu¬ 
tion of Silicon and Cast 
Iron. 


M per cent, of silicon, the copibined carbon in cast iron rose sharply as the total 
carbon dropped below 3-4 per cent., and the strength rose sharply as it dropped to 
about 2*9 per cent. ; with higher proportions of silicon, the combined carbon rose 
as the total carbon fell below 2-5 per cent.; with 2 per cent, of silicon, the maximum 
strength corresponded with about 1'9 per cent, of carbon ; and with 2*2 per cent, 
of silicon, with about 1*95 per cent, of carbon. G. Tararaann and W. Salgc studied 
the residues left after treatment with an acidified solii. of ammonium persulphate. 
L. Guillet said that the constitution of silicon steels is virtually independent of the 
percentage of carbon, so that the lines separating the different zones are nearly 
parallel to the carbon axis. The subject was investigated by A. B. Albro, H. Birn- 
baum, M. G. Corson, L. Grenet, J. L. Haughton and M. L. Becker, B. Kjerrman, 
A. Kriz and F. Poboril, E. Lissner, A. Merz and F. Fleischer, N. B. Pilling, T. Sato, 
and T. 1). Yensen. B. Stoughton and E. S. Greiner, and H. Sawamura gave 
Fig. 427 for the constitution of silicon cast iron. Field I contains ceinentite, 
silicoferrite, and temper carbon; while field II contains silicoferrite and temper 
carbon. The solid soln. Fe-C~Si was not observed. H. Scott found that silicon 
has a marked effect on the temp, of transformation of martensite to troo^tite. 
0. von Keil and F. Kotyza studied the effect of silicon on the solidification of 
iron-carbon alloys. 

P. Oberhoffer and W. Oertel examined the re-crystallization of a 4 per cent, 
silicon steel showing the grain-size as a function of the annealing temp. W. H. Hat¬ 
field, and E. Piwowarsky discussed the influence of the size of casting, the rate of 
cooling, and the casting temp, on the properties of a silicified cast iron; and 
V. N. Krivobok, the re-crystallization of the cold-worked alloy. E. Adamson, 
A. E. Allison, 0. Bauer and K. Sipp, S. J. E. Dangerfield and co-workers, D. Hanson, 
F. C. Nix and E. Schmid, R. T. Rolfe, H. Sawamura, and A. Stadeler studied the 
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action of silicon on malleable cast irons, etc. The deoxidizing action of silicon 
was discussed by E. Adamson, H. M. Boylston, G. K. Burgess and G. W. Quick, 
J. E. Carlin, A. L. Feild, C. H. Herty and co-workers, H. M. Howe, 0. von Keil 
and F. Kotyza, F. W. Lurmann, E. G. Mahin and F. J. Mootz, E. Oughterbridge, 
N. Petinot, E. Piwowarsky, W. E. Remmers, H. Schenck, A. E. M. Smith, 
T. Swinden, E. Thews, and others —vide supra. For the cementation of these 
steels, vide supra. Tlie effect of phosphorus and silicon was studied by 
\V. Hummitzsch and F. Sauerwald, 0. von Keiland, R. Mitsche, and B. Kjerrman. 

T. D. Yensen, H. Holier, and Z. Nishiyama studied the X-radiograms of these 
alloys, and obtained for the lattice parameter, a ; the sp. gr. at 15-F ; and the 
elastic modulus, E kgrras. per sq. cm.: 


Si . 

. 0 

1 

2 

4 


8 per cent. 

a . 

. 2-809 

2-868 

2-866 

2-864 

2-858 

2-847 A. 

Sp.gr. . 

. 7-8010 

7-7933 

7-7344 

7-5077 

7-5053 

7-4258 

K X 10“» 

. 2-157 

2 164 

2-194 

2-175 

2-205 

2-103 


H. Holler, E. R. Jette and E. S. Greiner, and F. Wever and TI. Holler studied 
the crystal lattice of FeSi. F. C. Nix, and A. T. Lowzow studied the micro- 
structure and the texture of the alloys; F. Korber, the etching colours ; and 
T. A. Wilson, the orientation of the crystals. 

The sp. gr. of the iron-silicon alloys was previously discussed. W. Brown gave 
for a steel with 0*028 C and 0*07 Si, the sp. gr. and sp. vol. respectively 7*8771 
and 0*12695 ; with 0*020 C and 2*50 Si, respectively 7*6934 and 0*12998 ; and 
with 0*26 C and 5*50 Si, 7*5100 and 0*13315, so that an increase up to 5*5 per cent, 
silicon increases the sp. vol. by 0*0011 c.c. per 1 per cent, silicon. P. Paglianti 
said that the sp. gr. decreases 0*058 per 1 per cent, increase of silicon. J. Rothe, 
and B. Simniersbach made observations on this subject. E. Gumlich representetl 
the relation between the sp. gr., 1), and the per cent., p contents, by />—7*871 
—0*0622^. According to W. J. Keep, and R. A. Hadfield, high percentages of 
silicon in the cast or forged metal cause a considerable increase in shrinkage or 
contraction. P. Paglianti observed that the Brinell's hardness increases about 
3*5 units for even 0*1 per cent, rise in the proportion of silicon. F. Robin studied 
the acoustic pro])erties and found that the metal becomes aphonic when 1 per cent, 
silicon has been added. In addition to the observations of R. A. Hadfield on the 
mechanical properties of the iron-silicon alloys, mentioned in connection with the 
iron silicides, observations were also reported by L. Guillet. T. Turner measured 
the sp. gr. of silicon-iron-carbon alloys, and the results are indicated below. 
Observations were also made by A. Abraham, J. 0. Arnold, C. Bedel, R. A. Hadfield, 
E. Heyn, K. von Kerpely, A. T. Lowzow, A. L. Norbury and E. Morgan, J. Rothe, 
E. H. Schulz and F. Bonsmann, A. Schulze, M. von Schwarz, and A. Wahlberg. 
C. Benedicks’ results are summarized in Fig. 186. M. von Schwarz gave for the 
iron-silicon alloys, at 18*^: 

Silicon . 0-2 2 0 15 0 29-3 40-2 51-8 65-9 79*4 93-4 100 i>cr cent. 

Sp.gr. . 7-883 7-784 7 032 6-198 5-378 4-400 3-307 2-787 2-363 2-309 

E. Widawsky and F. Sauerwald found that the introduction of 1 per cent, of 
silicon raises the sp. vol. of the iron-carbon alloys 0*0010 c.c. per gram. The 
subject was studied by C. Benedicks and N. and C. Ericson, and W. Henecke. 
0. Hengstenburg found: 

Silicon . . 25 33*4 50-1 01-5 95-0 per cent. 

Sp. vol. . . 0-155 0-165 0-213 0-254 0-419 

T. Turner measured the hardness of the iron-silicon-carbon alloys and lie 
found, on the sclerometer scale : 


Silicon 

0-19 

0-45 

0-96 

1-96 

2-51 

3-92 

4-74 

7-83 

9-80 per cent 

Graphite . 

0-38 

0-10 

0-24 

1-62 

M9 

1-81 

1-66 

1-48 

1.19 

A >» 

Comb. C , 

1-00 

1-90 

1-85 

0-66 

0-68 

0-20 

0-37 

0-38 

0-69 „ 

Hardness . 

72 

52 

42 

22 

22 

27 

32 

42 

57 

Sp. gr. 

7-719 

7-670 

7-630 

7-360 

7-388 

7-218 

7-170 

7-138 

6-924 



666 INORGANIC AND THEORETICAL CHEMISTRY 

Observations on th(‘ hardness were also made ])y A. Ledebur, R. A. Hadfield, 
A. WahJberg, (i. Tammann and V. Caglioti, K. Taniguchi, and H. O'Neil. 

E. Sohnclieii and K. Piwowarsky found that the hardness of iron-carbon alloys is 
almost halved by the addition of I per cent, of silicon, but further additions 
reduce the hardness more slowly. According to T. D. Yensen, if N denotes 
Brinell's hardness of alloys with [Si] per cent, of silicon, [Si]=^0‘092(N—86) 0*777 
at 20*^. A. Kriiger discussed the age-hardening of silicon steels; H. O’Neil the 
effect of annealing on cold-worked single crystals of the alloys. The elastic limit, 
and tensile stren^h are expressed in kilograms per sq. mm.; and the elongation, 
and reduction in area in percentages. Observations were also made by A. Abraham, 
T, Baker, G. A. Bisset, P. Blum, F. Bonsmann, G. Charpy and A. Cornu-Thenard, 
]^. M. Clark, H. T. Coe, A. L. Colby, S. J. K. Dangerfield and co-workers, 

F. Delaroziere, E. Diepschlag and F. Eggert, P. Eyermann, I. Fetchenko- 
T( liopiwsky, J. E. Fletcher, F. L. Garrison, H. W. Gillett, N. G. Girshovich and 
E. K. Yidin, R. Good, W. Haufe, R. H. Holbrock, G. R. Johnson, J. A. Jones, 
A. Jouve, K. von Kerpely, P. Kleiber, F. Korber and A. Pomp, H. Koppenberg, 
E. Lcmaire, J. McCrae and R. L. Dowdell, T. Meierling and W. Denecke, 
J. Meiser, A. L. Norbury, F. Rapatz and IL Pollack, W. E. Ruder, F. Sauerwald, 

Table LXI. —Mechanical Properties of Silicon-Iron Alloys. 


Silicon 

Kiustic limit 

Tensile strength 

Kiongatiuu 

Kcduction of area 

(per cent.) 

(kgrms. per sq. min ) 

(kgrms. per sq. mm.) 

(per cent.) 

(I>cr cent ) 

0001 

lloO 

25-38 

61 

80*9 

0010 

11*28 

24*53 

53 

81-5 

0090 

10*05 

24-88 

64 

94-8 

0*231) 

10*48 

24*95 

60 

84*7 

0*400 

i8*28 

29-53 

55 

91*0 

0*673 

18*06 

31-80 

45 

88*2 

0*822 

18*42 

31-74 

50 

91*6 

1*710 

25*07 

38-14 

50 

90*6 

2*730 

35*01 

47-66 

19 

15*5 

3*40 

4013 

54-49 

21 

28*7 

4.44 

51*26 

64-38 

24 

25*1 

4*90 

i 33*53 

33-53 

0 

0 

6*57 

i 

9*13 

9 13 

0 j 

0 


E. If. Schulz and H. Buchholtz, E. H. Schulz and co-workers, E. K. Smith and 
11. C. Aufderhaar, K. Tamaru, A. le Thomas, T. Turner, A. Wahlberg and 
E. Ileyn, C. Walimann, and R. Wasmuht; while P. Paglianti’s results for soft 
iron are summarized in Table LXI. T. D. Yensen's results with silicon-iron 
alloys containing only 0*01 per cent, of carbon, melted in vacuo, are shown in 
Figs. 428 and 429. There is in all cases a critical point with about 2*60 per 
cent, of silicon, when the alloys are comparatively brittle. The maximum tensile 
strength, 10,500 lbs. per sq. in., occurs with a silicon-content of 4*5 per cent. 
W. Giesen observed that silicon steel of pearlitic structure with up to 6 per cent, 
of silicon has an exceedingly low tensile strength, elastic limit, elongation, and 
hardness-only the breaking strength and brittleness increase with the silicon- 
content. Sib con steels with 6 to 8 per cent, of silicon and with a pearlitic and 
graphitic structure, and silicon steels with over 8 per cent, of silicon with a 
graphitic structure have no useful industrial applications, but the non-graphitic 
steels have a limited application. In the case of iron, the toughness increases until 
the silicon has attained 4*5 per cent., and any excess beyond that decreases the 
toughness. With over 4*5 per cent, of silicon, the hardness increases rapidly, and 
the metal has a tendency to fracture. Every increase of the elastic limit and 
tensile strength decreases the elongation; and with 4*5 per cent, of silicon, the 



elongation and reduction of area fall to zero. Z. Nishiyaina s values for the elastic 
constant are indicated above. .1. J. Porter discussed the effect of silicon on the 
fluidity of the molten alloy. 
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Figs. 428 and 429.—Mechanical Properties of Silicon-Iron Alloys Melted in Vacuo— 

Forged and Annealed at 970°. 

G. Charpy and A. Cornu-Thenard found that the dilation curves of iron-silicon 
alloys show that the addition of silicon to iron does not appreciably affect the coeff. 
of expansion between O"’ and 700°; while with 3*9 per cent, of silicon, the metal 
shows no dilational anomaly. A. Schulze’s values for the coeff. of thermal 
expansion XlO® are as follow : 


Silicon . 

0-08 

1-03 

2-40 

8-37 per cent 

20 100° 

. 12-51 

12-29 

12-03 

11-31x10-® 

100°-300° 

. 13-04 

13-41 

13-32 

12-73x10-® 

300°~500° 

. 15-01 

15-00 

14-70 

14-19 X l0-« 


A. L. Norbury and E. Morgan studied the effect of silicon on the growth of cast 
jron. W. Brown observed that the sp. ht. of the alloys with 0*028 C and 0*07 Si 
is 0*1134 ; with 0*20 C and 2*50 Si, 0*1200 ; and with 0*26 C and 5*50 Si, 0*1194. 
This shows that an increase of up to 2 per cent, of silicon raises the sp. ht. 0*003 per 
1 per cent. Si, and that further additions have very little effect. Observations 
were made by M. Padoa, and G. Tammann and V. Caglioti. 

In addition to the observations on the electrical resistance indicated in con¬ 
nection with the iron silicides, A. Schulze, and E. Kolben made some measure¬ 
ments ; J. H. Partridge observed that silicon raises the electrical resistance of 
iron ; and T. 1). Yensen found for the resistance at 20°, R microhms: 

Si. . 0001 0010 00()8 0*148 0-472 1-74 3-55 4-92 per cent. 

li . . 9-83 9-89 10-75 11-8 16-2 31-2 51-5 06-5 

so that the sp. resistance increases about J3 microhms for the first per cent, of 
silicon added ; and about 11 microhms for each additional per cent, added. 
H. le Ghatelier, and E. Giimlich found an increase in the resistance of 14*0 microhms 
per cm. cube for 1 per cent, of silicon ; \V. F. Barrett gave 10*3 ; F. Burgess 
and J. Aston, 12-0 ; P. Paglianti, and T. 1). Yensen, 13*0 : and A. L. Norbury, 
13*5 for the best representative value. According to T. D. Yensen, if R microhms 
per cm. cube be the resistance at 22°, and [SiJ the percentage of silicon in the 
alloy, [Si]“0*0544(/^—9*6) if R be 16*05 or less, and in other cases [Si]—0*35 
-+0*09(12—12*16). E. L. Dupuy and A. M. Portevin found the thermoelectric 
force of silicon steel against copper, expressed in millivolts, to be : 

Anncalfii Ilardonod 


rO-41 

0*2 Carbon) j 

(6-12 

0*8 Carbonl I 


-80" 

100" 

-80° 

H 2-10 

-0-30 

1-10 

-2-90 

-0-10 

— 1-30 

-4-80 

-8-28 

-5-00 

- 0-80 

—10-80 

-0-90 

-3 40 

-0-00 

— 

-8-20 

-12-00 

-8-90 
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Observations were made by E. Sedstrom. T. C. Mackay found the increment 
in the Hall effect tc be proportional to the percentage of contained silicon up to 
5 per cent. A. W. Smith studied the effect of temp, on the Hall effect. 
T. D. Yensen gave for purified iron, and iron with 4 per cent, of silicon : initial 
permeability, 700 and 440 respectively; maximum permeability, 26,000 and 
15,500 ; saturation value, 22,600 and 25,000; hysteresis loss (ergs per c.c. per 
cycle for J9—10,000), 600 and 500; retentivity, 8600 and 5200; coercive force, 
0*20 and 0*15 gilberts per cm.; electrical resistance, 10 and 55 microhms at 20° ; 
and sp. gr., 7-9 and 7-6. 

The magnetic properties of the silicon-iron alloys were discussed in connection 
with tlie iron siiicides. Observations were also made by E. Kolben, R. Pohl, 
A. Jouve, F. E. Raven, K. Daeves, H. Scott, W. F. Barrett, F. C. Caldwell, 
H. Hriiska, M. Otto, J. C. Stearns, T. D. Yensen, W. E. Ruder, J. D. Ball and 
W. E. Ruder, T. Spooner, W, A. Wood, R. Cazaud, E. Peterson, H. D. Hibbard, 

H. de Nolly and M. Veyret, M. Fallot, 



M. A. Hunter and J. W. Bacon, 
E. Gerold, M. von Moos and co-workers, 
S. R. Williams, C. IL Willis, H. F. Par- 
shalljP. Reusch, H.Nathusius, F.Goltze, 
J. H. Partridge, 0. von Auwera, 
C. F. Burgess and J. Aston, G. J. Sizoo, 
P. Paglianti, R. Becker and H. F. W. 
Freundlich, C. Bedel, etc. The results 
of T. D. Yensen are summarized in 
Fig. 430, where the magnetic i)ermc- 
ability is expressed in terms ; 

the flux density and retentivity in 
gausses; the coercive force in gilberts 
per cm.; and the hysteresis loss in ergs 
per c.c. per cycle. The best alloys 
contained 0-15 and 3*40 per cent, of 
silicon, and were annealed at 1100°. 
The maximum permeability for both 
alloys is over 50,000, and the hysteresis 
loss for Rmax > 10,000 and 15,000, is 
about 300 and 1000 ergs per c.c. per 
cycle respectively. This hysteresis loss 
is respectively one-eighth and one-third 
of the corresponding loss for silicon 
steel. E. Gumlich found that alloys 
with p per cent, silicon—for values of 
p up to 5 per cent.—the saturation 
value 477/inax.=21,600—480p. A. Schulze studied the magnetostriction, and also 
the effect of the intensity and concentration of magnetization ; T. Spooner 
studied the effect of temp, on the induction; E. P. T. Tyndall, the Barkhausen 
effect; L. Neel, the Curie point; 0. von Auwers, the influence of grain-size on the 
magnetic properties; ard J. D. Bell, the magnetic reluctivity, that is, the inverse 
of the metallic permeability, /x—1, of silicon steel. 

E, Martin studied the absorption of hydrogen and nitrogen by silicon steels 
and found that there is a small rise in the solubility of the gases in molten iron 
for small quantities of silicon, but with higher proportions the solubility is less 
than it is for purified iron. With nitrogen in a-iron, however, the solubility of 
nitrogen is greater than it is for iron alone. L. B. Pfeil observed that a three-layer 
scale —vide supra —is formed when silicon steel is heated in air for some hours at 
1000°; no silicon appears in the two outer layers, but all is concentrated in the 
innermost layer where it occurs about three times more concentrated than in the 


Fig. 430.—Magnetic Properties of the 
Iron-Silicon Alloys. 
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original steel. Probably some ferrous silicate was formed in the inner layer. In 
1838, R. Mallet found that iron rich in silicon is not readily attacked by acids ; a 
protective skin of silica may be found. T. Turner found that pig-iron containing 
18 per cent, of silicon was not appreciably rusted after a few years’ exposure to 
the air of the laboratory. J. A. N. Friend and C.* W. Marshall observed that if 
allowance be made for the tendency of silicoji in cast iron to throw out carbon as 
graphite, the presence of 1*24 to 2*28 per cent, of silicon exerts no appreciable 
influence on the corrodibility of the metal either in neutral or acidic media. On 
the other hand, the presence of 0*12 to 0*13 per cent, of silicon in mild steel 
enhances its resistance to atmospheric corrosion, and to sea-water. Observations 
were also made by F. Ulzer and E. Baderle, M. von Schwarz, and by C. F. Burgess 
and J. Aston, who found that with iron alloyed with silicon : 


Silicon 

. 0 

0-233 

1-190 

1-897 

2-826 

Acid corrosion 

. 1-300 

1-630 

1-190 

1-800 

1-270 

Atm. corrosion 

. 0-499 

0-609 

0-307 

0-606 

0-635 


where the acid corrosion refers to the loss in grams per sq. dm. when immersed 
for an hour in 20 per cent, sulphuric acid ; and the atm. corrosion refers to the 
loss in kgrms. per sq. metre per year when exposed 162 days from July to February. 
11. Fromm studied the scaling of silicon steels. P. Askenasy noted the resistance 
of silicized iron to steam at 1000'^. 
r. Kotzschke found that 1*5 to 
3-(> per cent, of silicon in cast 
iron does not influence the rate 
of corrosion in hydrochloric acid ; 
in cone, alkali-lye, silicon in 
cast iron is strongly attacked. 

0. L. Kowalke said that 16 to 
20 per cent, of silicon gives the 
maximum resistance to corrosion 
by sulphuric, hydrochloric, nitric, 
acetic, and citric acids, and his 
results are summarized in Fig. 

431. The resistance of silicon- 
iron alloys to acids was discussed 
by A. Jouve, J. Hoffmann, 

S. J. Tungay, P. Bres, A. Mangin, W. Schreck, P. Kotzschke, P. Kotzschke 
and E. Piwowarsky, H. U. Haase, H. Endo, W. Denecke, M. G. Corson, 

E. Piwowarsky, G. Krebs, E. Leuenberger, M. Spanner and M. Goltermann, 

T. F. Banigan, Matignon, E. Becker, and J. W. Hinchley. E. H. Schulz and 

F. Bonsmann found that the resistance of silicon steels to acids and acidified 
water is small, but it can be improved by the addition of 0*3 per cent, of 
copper. According to W. D. Bichardson, and W. H. Hatfield, cast iron containing 
silicon is less readily attacked by nitric acid, and more readily attacked by hydro¬ 
chloric acid than is the case with iron of a higher degree of purity. A. Jouve 
observed that iron with 20 per cent, of silicon is not readily attacked by acids. 
Thus, with 20 per cent, nitric acid, the alloy lost 0*6 per cent, in 12 hrs., and 
0-9 per cent, in 48 hrs. With 12 and 24 hrs.’ exposure to cone, nitric acid, the 
losses were respectively 0*0215 and 0*0142 per cent.; nitric acid (1 : 1), 0*0243 
and 0*0168 per cent.; cone, sulphuric acid 0*1174 and nil per cent.; sulphuric 
acid (1 : 1), 0*0975 and nil per cent. ; tartaric acid, ni7 per cent. ; acetic acid, 
0*0958 and 0*460 per cent.; and oxalic acid, 0*0676 and nil per cent. Hydro¬ 
fluoric acid was the only satisfactory solvent. Y. Utida and M. Saito measured 
the gain in weight in grams per sq. cm. when alloys with about 0*05 per cent, 
carbon are heated for an hour at 1100° ; and also the loss in weight in grams per 



Fio. 431.—The Action of Acirls on the Iron-Silicon 
Alloys. 
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eq. cm., when the alloys arc immersed in 10 per cent, acids for 24 hrs. They 
found: 


Silicon 

0 

1*33 

4*16 

7*00 

9*88 

13*02 per cent. 

At 1100® in air. 

U0212 

0*0406 

0*0026 

0*0019 

0*0012 

0*0009 

HNOa . 

0*9380 

0*6830 

0*4776 

0*4486 

0*2818 

0*1897 

HCl 

0*0712 

0*1115 

0*1038 

0*0648 

0*0397 

0*0274 

HjSO* . 

0*0990 

0*1762 

0*1256 

0*1041 

0*0613 

0*0167 


H. Endo measured the losses in weight in grams per sq. cm. during 5 hrs.^ action, 
at ordinary temp., of alloys with 0*45 to 0*55 per cent, of carbon, and different 
proportions of silicon. E. H. Schulz and W. Jenge represented by Fig. 433 the 
loss in grams from a silicon-iron alloy 20 mm. diameter by 125 mm. length in 
5 per cent, boiling hydrochloric acid. The corrosion of these alloys was studied 
by H. H. Abram, P. Askenasy, J. A. Aupperle, T. F. Banigan, W, C. Camel, 
M. G. C^orson, H. E. Diller, G. M. Enos, J. Escard, F. Espenhahn, A. B. Everest 
and co-workers, H. G. Haase, R. A. Hadfield, W. H. Hatfield, F. Korber 
0. L. Kowalke, W. Mason, C. Matignon, B. Neumann, W. Oertel and K. Wiirth, 
W. E. Pratt and J. A. Parsons, W. D. Richardson, P. D. Schenck, E. H. Schulz 
and W. Jenge, G. Tammann, J. G. Thompson, and R. Walter. A. M. Portevin 
and A. Sanfourche studied the action of phosphoric acid. F. Korber studied the 
etching films produced by an alkaline picrate soln. P. Kotzschke and E. Piwo- 
warsky observed that the percentage of silicon should be kept as low as possible 
(below 1-5 per cent.) for grey cast iron to have the best resistance to corrosion by 
acids and salt soln .—vide supra. T. F. Banigan examined the action of sulphuric 
acid on iron. M. Wunder and B. Jeanneret studied the action of phosphoric acid 
on ferrosilicon ; and W. Hummitzsch and F. Sauerwald studied the ternary 
system: iron-phosphorus-silicon. J. G. Thompson and co-workers studied the 
action of soln. of urea and of ammonium carbonate ; W. G. Imhoff, the action of 
molten zinc ; and J. A. Hedvall and F. Hander, the action of calcium oxide. 

The average composition of the iron-silicon alloy tantiron is said to contain: 

Silicon Total Carbon Manganese Phoephorus Sulphur 

Utol5 0-20 to 0-60 0-20 to 0-36 0 16 to 0-20 0 05 jicr cent. 

to have a tensile strength about 25 per cent, less than cast iron ; an impact test 
of 8 to 10 ft. lbs. for |-in. bars; not to rust except at the skin ; and to be but 
little affected by sulphuric, nitric, or acetic acids—cone, or dil., cold or hot. 
L. Leprovost studied the corrodibility of the iron-copper-silicon alloys and found 
that the 78 : 8 : 16 alloy resists nitric and organic acids very well, but is rapidly 

P. Lebeau observed that a silicide, or iron is 
soluble in silicide of copper, and crystallizes out 
on cooling. 

A. G. 0. Gwyer and H. W. L. Phillips studied 
the constituents of the aluminium-silicon-iron 
alloys cast at room temp., and they observed the 
existence of aluminium silicide, and iron tri- 
aluminide, as well as of various solid soln., 0 to 
1(K) per cent, silicon, and 0 to 100 per cent, 
aluminium. H. Endo observed a 3 to 4 per 
cent, change in vol. during the melting or freezing 
of silumin, an alloy of iron, aluminium, and 
silicon (0*5 : 87*5 : 12). H. G. H. Carpenter and 
C. U. Smith, II. Hanson, E. H. Dix, P. D. Merica 
and co-workers, V. Fuss, W. L. P'ink and 
K. R. van Horn, E. H. Dix and A. C. Heath, 
A. G. C. Gwyer and H. W. J^. Phillips, and W. Rosenhain and co-workers also 
studied the iron-aluminium-silicon alloys. The phases include a and jS solid soln. 
of iron and silicon. The X-radiograms indicate that the a-phase is a solid soln. 


attacked by hydrochloric acid. 


SOXFe 



Fig. 432. — Phase Kelations at 660® 
in the System : Fe-Al-Si. 
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of silicon in FeAl 3 , whilst the phase is a ternary soln. with an excess of 
alununium. L. H. Dix and A. C. Heath’s diagram of the phase relations at 560*^ 
is shown in iig. 432. The nitridization of these alloys was studied by T. Oerteii- 
blad ; and W. Huminitzsch and F. Sauerwald, and F. Sauerwald and co-workers 
studied the iron-phosphorus-silicon alloys and found Fe-FegSi-FeSi is an 
independent ternary system; Fe 2 P and FeSi is quasi-binary; and Fe 3 P-FeSi is 
not quasi-binary. There is a ternary eutectic with 6*35 per cent. Si, 7*45 per 
cent. P, and 86-20 per cent. Fe, at lOlS"". 

The iron-titanium all03rs, and the preparation of ferrotitanium were discussed 
in connection with titanium—7. 41, 3 and 6. 0. J. B. Karsten observed that 
traces of titanium occur in many varieties of cast iron ; and E. Riley found that 
some titanium is also present in some oast irons. M. Faraday and J. Stodart did 
not succeed in alloying titanium with steel, by intensely heating a mixture of steel 
tilings, rutile, and a little charcoal. J. Percy did not succeed any better. Some 
of M. Faraday and J. Stodart's alloys were examined by R. A. Hadfield. R. Mushet 
obtained a titaniferous steel or iron by heating titaniferous iron sands, like the 
New Zealand titaniferous sand, with iron or steel and some carbonaceous matters. 
R. Mushet obtained a number of patents for the application of titanium to the 
manufacture of iron or steel; and its manufacture was studied by A. J. Rossi, 
P. Girod, E. Bahisen, C. Grandjean, G. H. Stanley, J. B. Nau, W. Heym, P. Ober- 
hoffer, J. Challansonnet, G. T. Hollowjiy, W. Venator, E. von Maltitz, E. H. Rothert, 



Fia. 4.33.—The Action of Hydrochloric 
Acid on Iron-Silicon Alloys. 



Fig. 434.—The Corrosion of Silicon 
Steels by Acids. 


O. Simmersbach, L. 0. Kellogg, R. W. Stimson and W. Borchers, F. C. Weber, 
J. Ohly, G. P. Scholl, W. and H. Mathesius, S. S. Steinberg and F. S. Kusakin, 

F. Peters, C. T. Starke, J. Escard, J. W. Richards, W. Guertler, F. M. Becket, 
S. Heuland, H. 0. Sicard, B. Osann, A. Haenig, and J. W. Thomas. A. Staven- 
hagen and E. Schuchard, and AV. R. Hulbert oldained the alloys by the thermite 
process. The use of titanium in steel for the removal of nitrogen was discussed 
by W. Raymond, J. B. Nau, H. Braune, and E. von Maltitz ; it has also been 
employed as a deoxidizing «igent—a subject discuased by P. H. Dudley, C. V. Slocum, 

G. B. Waterhouse, H. Schiemann, G. Vivanti, H. M. Boylston, B. Stoughton, 
M. H. Wickhorst, E. F. Lake, J. E. Hurst, E. Piwowarsky, J. Hbrhager, G. F. Com¬ 
stock, W. A. Janssen, W. Huppertz, 0. J. Steinhart, A. Carnot and E. Goutal, 
L. Jordan, C. H. Gale, F. A. J, Fitzgerald, G. K. Burgess and G. W. Quick, etc. 
It has also been employed for preventing the segregation of steel. The alloys 
have also beeii recommended for making rails more durable, but, according to 
E. von Maltitz, H. Otto, and A. Pjaessezky, the evidence in favour of the use of 
titanium for this purpose is by no means satisfactory. 

J. Laissus, and N, Agceff and M. Zamotorin discussed the diffusion of titanium 
in iron. The equilibrium diagram of the iron-titanium system was partially 
explored by J. Lamort, and it was discussed in connection with the iron titanide, 
Fe 3 Ti. A. Carnot and E. Goutal made observations on the subject. R. Vogel 
studied a portion of the system : Fe-Ti~C. Portions of the binary systems Fe-Ti, 
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and Fe-C are known, and the system FeaTi-C has been partially explored by 
K. Tamaru. If it forms a eutectic equivalent to Fe 3 C+Fe 3 Ti, the equilibrium 
diagram of the ternary system may approach Fig. 435. The three curves, EiO, 

and E^O, are eutectic 
curves, in which the three sur¬ 
faces, AE 20 Eiy EiOE^Cy and 
E^OE^By represent the beginning 
of the crystallization; and the 
point of intersection, 0, is the 
ternary eutectic. The eutectic 
plane, CNBy passes through 
these points forming the fields 
with a binary solid soln., FNy 
and cementite, FNC ; the binary 
solid soln., QNy and iron trita- 
titanide, QFJB ; and the ternary 
solid soln. AQNF. As crystal¬ 
lization proceeds, the three-phase 
triangular fields, fiGiOy 
and NOCy appear. K. Tamaru 
found that in the ternary alloys 
of iron and carbon with less 
than 4 per cent, of titanium, all 
the titanium is retained in solid soln. in the ferrite. Titanium decreases the 
amount of carbon in the iron-carbon eutectic, and also the solubility of carbon at 
high temp. L. L. Reed, and A. Michel and P. Benazet studied the effect of 
titanium on the transformation points of steel. 

A. M. Portevin observed that titanium raised the temp, of the martensite and 
pearlite transformation of steel with 0*6 per cent, of carbon—1 per cent, of titanium 
raises it about 50'^, while a higher proportion of titanium produces a less rapid 
change. Thus, with 0-6 per cent, carbon steels, the transformation points are : 


0*32 

0'64 

0-72 

2-57 

4-63 

8*71 per cent. 

755'’ 

800° 

810° 

812’ 

825° 

828° 

716° 

765° 

765° 

765° 

765° 

768° 



With steel ha,ving 0*1 per cent, carbon, the beginning of the transformation is 
lowered by titanium, while the austenite and pearlite transformation remains 
constant at 690 , Thus, with 0*1 per cent, carbon steels, the transformation 
points are : 


Ti 

Arj, 

Ar, 

Arj 


0-42 

0-88 

1-40 

2*57 per cent. 

860° 

850° 

830° 

830° 

780° 

780° 

780° 

780° 

690° 

690° 

690° 

690° 


J. Lamort found that the magnetic transformation falls linearly from 780° to 690° 
as the proportion of titanium rises to 21 per cent. The subject was studied by 
A. Michel and P. Benazet, who found that titanium lowers the A 4 -arrest, and raises 
the A 3 -arrest, making the y-iield of the system bounded by a closed curve extend¬ 
ing outwards to about 1-5 per cent, of titanium. R. Vogel said that increasing 
the titanium-content, with slow cooling, reduces the temp, of the transformation of 
carbon ; the effect is most marked with 1 per cent, carbon and 6 per cent, titanium. 
It consists in the formation of an osmonditic structure characterized by a great 
susceptibility to attack by acids. The almost complete absence of the carbon 
transforraation is due to the sluggishness of the pearlite transformation caused 
Part of the titanium appears to form titanoferrite, a part is 
probably associated with the iron carbides, and part ^Appears as titanium carbide. 
W. A. Janssen, and J. Lamort also observed that some titanium nitride may be 
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present. C. V. Slocum said that if 5 to 8 per cent, of carbon is present in 
ferrotitanium, most occurs as graphite, and about 0*12 to 0*18 per cent, is 
there as combined carbon. E. Piwowarsky found that in cast iron containing 
1 per cent, of silicon, the addition of up to 0*5 per cent, of titanium lowered the 
proportion of combined carbon, but with higher silicon—1*7 and 2-6 per cent.— 
the influence of titanium was indefinite. For the cementation of these steels, 
vide supra, 

J. Lamort found that Brinell’s hardness increases from 96 to 500 on the addition 
of 21*5 per cent, titanium— ivfra. W. Giesen found that steel with up to 
12 per cent, titanium behaves like ordinary steel with respect to the hardness, 
tensile strength, and brittleness. The tensile strength of the metal is consider¬ 
ably increased by the addition of titanium, especially in the case of cast irons. 
The titanium also hinders the formation of air-bubbles, and thus furnishes better 
and more compact castings. L. Guillet added that steels with up to 10 per cent, 
titanium are pearlitic. The mechanical properties are not much affected by 
titanium ; though the tensile strength may be slightly increased and the elongation 
diminished. The elastic limit and resistan e to shock are not changed. A. M. Por- 
tevin found that the tensile strength and elastic limit on shearing increase slowly 
as the proportion of titanium increases, as shown in Table LXIT. The last five 
results in this table are due to G. B. Waterhouse. Observations were also made 
by L. Guillet, H. W. Gillett and E. 1.. Mack, J. Ohly, R. Moldenke, A. L. Colby, 
E. K. Smith and H. C. Aufderhaar, J. H. Kiister and C. Pfannenschmidt, R. Was- 
muth, I. Musatti and G. Calbiani, E. Kotlmy, W. Kroll, R. i). Good, W. E. Remmers, 
J, W. Donaldson, J. Arend and M. Loebe, A. E. M. Smith, C. H Gale, B. Stoughton, 
J. E. Johnson, M. H. Wickhorst, F. Bertrand, J. E. Hurst, B. Feise, E. von Maltitz, 
h. Treiiheit, W. Venator, H, Mathesius, G. F. Comstock, H. Otto, A. Pjaessezky, 
P. Blum, J. V. McCrae and R. L. Dowdell, K. Taniguchi, and H. Fleek. 

A. M. Portevin found the electrical resistance, R microhms per cm. cube, at 
18® of steels with 0-1 and 0*6 per cent, carbon : 


Table LX 1 1.~Mechanical Tkopektiks of Titanium Steh>. 


Composition 

Elastic limit 
(kRims. per 

S(i mm ) 

Tensile 

strength 

Elongation 

llediiction 
of area 
(per cent.) 

Brineirs 

C (per cent.) 

TI (pci cent.) 

(kgnns per 
sq. mm.) 

(per cent ) 

hardness 

012 

0*41 

33-9 

40-7 

i 

20 


99 

014 

1-40 

30-1 

48-2 

19 


101 

014 

2-57 

340 

45-2 

17-5 

— 

90 

0-70 

004 

52*0 

94-1 

9 

— 

207 

0-02 

1-72 

63-3 

87-7 

10 

— 

212 

001 

2-57 

68-8 

90-4 

10-5 

— 

212 

0-64 

403 

67-8 

89-8 

9-5 

— 

1 212 

0-66 

8-71 

62-6 

117'5 

8-5 

— 

248 

010 

0-00 

270 

39-3 

30-2 

61 0 

102 

010 

0026 

271 

41-9 

28-7 

504 

112 

oil 

0050 

271 

40-9 

31-6 

03*6 

110 

012 

0076 

270 

42*9 

29-7 

64-3 

113 

0*15 

0100 

28*2 

441 

30*0 

600 

115 

1 

iTi . 

0-42 

0-88 

1-40 

2-67 per cent, 

01 C p 

(Normal . 

. 131 

13*8 

151 

161 

r 

1 Hardened 

. 13*6 

14-3 

16-5 

170 


(Ti . . . ()*32 0 04 0*72 2 £)7 4*63 8-71 per cent. 

0*6C{^jNormal . . 19*8 21 0 21*4 22*2 26 1 28-7 

l^\Hardened . 29*3 30*3 31*0 31*6 34*3 37*9 
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According to K. V, Applegate, the addition of less than 1 per cent, of titanium 
improves the magnetic permeability a little, and reduces the loss by hysteresis. 
J. Lamort found that the remanence of iron alloys increases slowly as the proportion 
of titanium rises to 14 per cent., and thereafter rapidly ; the magnetization falls 

rapidly as the titanium rises above 14 per cent. ; 



Fisr cent, titanium 


an alloy with 23 per cent, titanium is practically 
unmagnetizable. M. A. Hunter and J. W. Bacon, 
and A. Michel and P. Benazet studied the magnetic 
properties of the titanium steels. 

N. Tschieschewsky and N. Blinoff, and S. Satoh 
studied the nitridization of these steels by heating 
them in ammonia at 560'’ to 580°, and M. Wunder 
and B. Jeanneret, the action of phosphoric acid. 
11. Endo represented the losses in weight, in 
grams per sq. cm., of some titanium steels in 


Fio. 436.—The Corrosion of different acids for 5 hrs. at ordinary temp, by Fig. 
Titanium Steels by Acids. 436, the proportion of carbon was 0-42 to 0-46, 


and the proportions of titanium were : 


Titanium . 0 089 0 178 0-388 0-44G 0-592 0-902 MOO 1-338 

|H,S04 • 0-00539 0-00490 0-01352 0-01427 0-01660 0-01683 0 01599 0-01577 

Loss|hC1 . — 0-00541 0-00565 0-00545 0-00712 0-00754 000781 0-00735 

(HNOs . 0-04553 0-05162 0-04593 0-04507 0-05102 0-05222 — 0-04834 


E. Wedekind,10 and T. E. Allibone and C. Sykes prepared a zirconium-iron 
alloy, or ferrozirconium, by fusing a mixture of the two elements in vacuo. Alloys 

were also prepared by J. L. Brown and 
H. S. Cooper, J. B. Grenagle, H. L. Coles 
and J. R. Withrow, E. K. Smith and 
H. C. Aufderhaar, E. M. Becket, 
K. H. McKee, H. C. Sicard, J. W. Harden 
and M. N. Rich, 11. W. Gillett ami 
E. L. Mack, C. M. Johnson, H. E. Potts, 
H. Fleek, E. Kothny, R. C. Good, W. Stiim 
son and W. Borcliers, H. ('. Meyer, 
J. Garyoii, L. Bradford, W. Guertler, 
E. M. Becket, L. Persoz, P. Guy, 
A. Ji. Feild, R. Tull, F. B. Riggaii and 
H. V. Aufderhaar, and G. K. Burgess 
and R. W. Woodward- see 7. 42, G. 
J. I^aissus discussed the diffusion of zir¬ 
conium in iron. R. Vogel and W. Tonn 
studied the equilibrium diagram, and 
their results are summarized in Fig. 437. 
There is formed iron tritadizirconide, 
Percent of zirconium FejZra, melting at 1640°. The effects on 

Fio. 437.-Equilibrium Diagram of fhe the transformation points are indicated 
Fe-Zr System. in the diagram. About 0-7 per cent, of 

zirconium dissolves in y-iron. 

Zirconium, like titanium, is regarded as a possibly useful scavenger for iron 
and steels. F. M. Becket, and A. L. Feild found that it combines with and elimi¬ 
nates sulphur; and it may reduce the nitrogen-content of steel. Zirconium is 
also said to counteract the brittleness by the impact test due to the presence of 
phosphorus. The subject was also studied by J. V. McCrae and R. L. Dowdell, 
J. E. Hurst, and C. T. Evans, who attributed the good effects of zirconium 
rather to its scavenging action than to its work as an alloying element. Thus, 
F. M. Becket found : 
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0 *: 


Drawing temperature . . 376° 

Elongation (per cent.) . . 8*3 

Reduction of area (per cent.) . 23-3 

Yield-point (lbs. per sq. in.) . 185,902 

Ultimate strength (lbs. jjer sq. in.) 227,203 
Izod impact test . . . 7-5 

Brinell’s hardness . .414 


C; 0-15 Zr 0*70 C; no Zr 


412° 375° 412° 

12-7 5*2 7*5 

458 ()-6 22*9 

172,020 128,125 180,180 

198,828 197,800 207,144 

14-8 7-5 10-5 

407 433 418 


T. E. Allibone and C. Sykes found tliat iron retains in soln. about 0-3 per cent, 
zirconium at ordinary temp. The eutectic alloy contains 15 per cent, zirconium. 
Beyond this, up to 30 per cent, zirconium, the second constituent appears in con¬ 
stantly increasing amount, but then it has not yet been identified. The m.p. of 
the eutectic is near that of iron. The hardness —vide infra —of the alloys con¬ 
stantly increases from 1 to 30 per cent., and there is a steeper rise from 0 to 
1 per cent. This indicates the presence of a solid soln. at low percentages. The 
second constituent is not so brittle as the nickel alloy of the same composition. 
The Brinell hardness of the alloy is 290, or five times that of iron. Alloys with 
0 to 6 per cent, of zirconium were forged hot, the optimum forging temp, increases 
with increasing proportions of zirconium ; the forging of samples with over 8 per 
cent, of zirconium was not successful. The samples were normalized at 970*^ 
until the hardness was constant. The 5 per cent, alloy had a tensile strength 
50 per cent, greater than that of iron, and a ductility 10 per cent. less. The observed 
tensile strengths, in tons per sq. in., were : 


Zirconium 

0 

0-3 

0*6 

105 

1-48 

3*38 

5-20 

BrinoH’s | forged 

105 

123 

— 

146 

160 

181 

200 

hardness! cast . 

57 

71 

135 

140 

148 

160 

183 

Tensile strength 

19‘20 

21-9 

20*3 

25-3 

25-2 

3M 

30-5 

Ductility 

20-0 

380 

26*0 

210 

22-0 

160 

01 jK'r cent. 

The effect of zirconium is 

to lower the 

Ar 3 transition i)oiuts of 

iron from 9(X)®, 


but the Ar 2 -arrest is not afiected. Zirconium shows no analogy with silicon. 
H. W. Gillett and E. L. Mack thus summarize the effect of zirconium : 


Zirconium should bo classed with its chemical sister, titanium, as a possibly useful 
scavenger rather than an alloying element. Much work on zirconium in steels of the 
high silicon-nickel type failed to show any trace of true alloying behaviour due to zirconium ; 
or, at least, tliat it lias any greater effect than so much silicon. F. M. Becket, and 
A. L. Foild have produced far more definite evidence as to the scavenging value of zir¬ 
conium in plain carbon steels than exists in tlie case of titanium. They show clearly 
that zirconium combines with sulphur, and may also eliminate some sulphur. This action 
is quite analogous to that of manganese and of cerium. It is said that steels treated with 
zirconium are unusually free from dispersed slag particles. Rather good evidence is also 
adduced to show that zirconium combines with nitrogen and it may decrease the total 
nitrogen content of the steel. In some way not yet understood, zirconium appears to 
reduce the brittleness, on impact test, due to high phospliorus-content. The mechanical 
projierties of heat-treated carbon steels with small amounts of zirconium are changed but 
slightly and the average effect is that to bo expected from increased cleanliness of the steel, 
i.e. slight improvement in both strength and ductilitj^ rather than an increased hardness 
and strength concomitant with lowered ductility, as would bo expected from a true alloying 
clement. C, T. Evans states that while, for the production of a certain chromium-tungsten 
cutlery steel, ho prefers to add silico-zireoniuni, the zirconium of which is practically 
eliminated before the stool freezes, he can at times get just as good results without zir¬ 
conium, and only uses it because lie finds that the proix^rties aimed for ore more readily 
obtained by the use of zirconium as a scavenger. No data have yet been presented to show 
that zirconium has any alloying effect, either alone, or when present in combination with the 
common alloying elements. 

W. Zieler studied the deoxidizing and desulphurizing action of zirconium in 
steel, and noted that inclusions of zirconium sulphide do not make steel brittle. 
F. R. Palmer found that 0-4 per cent, of zirconium sulphide added to a high 
chromium steel improves its machining and grinding properties; there was a 
slight loss of toughness and tensile qualities, but the product was suited for cor- 
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rosion-resisting parts. The zirconium sulphide helped to prevent air-hardening 
in low-carbon grades of stainless steel, and raised the temp, necessary for hardening. 
A. M. Portevin and A. Sanfourche, and M. Wunder and B. Jeanneret studied the 
action of phosphoric acid. C. Sykes measured the electric resistance, and magnetic 
induction of some iron-zirconium alloys. 

F. Roll 17 showed that with the germanium-iron alloys, the germanium partly 
preserves and partly decomposes cementite. C. A. Edwards and A. Preece found 
that the solubility of tin in solid iron increases with increasing temp, up to 760°, 
and then becomes less as the temp, is further raised to the m.p. of iron. Their 
equilibrium curves are summarized in Fig. 438, with the effect of tin on the y-phase 
of iron observed by F. Wever and W. Reinecken. C. 0. Bannister and W. I). Jones 
studied the difiusion of tin into iron. 

G. Tammann and K. Schaarwachter found that the attack of iron by tin begins 
at about 215°, and increases with rise of temp. C. J. B. Karsten said that the 
alloying of 1 per cent, of tin with iron does not make the latter red-short, the metal 
can he worked while white-hot, but at that temp, it always gives off white vapours ; 
he also added that 0*19 per cent, of tin lowers considerably the tensile strength of 
iron. T. Bergman prepared iron-tin alloys with iron; tin as 1 : 22 , and as 2 : 1. 
Alloys were made by W. Guertler. S. Stevanovic found that in a series of alloys 
the crystals near Fe 4 Sn 5 in composition are hexagonal and those near FeSn 2 are 
tetragonal. J. L. Lassaigne observed that in the distillation of mercury, in cast- 
iron retorts, from mirrors silvered with tin-amalgam, an alloy of iron and tin is formed 
approximating iron tritastannide, Fe 3 Sn; and it occurred in tetragonal needles. 
It can be freed from the excess of tin by boiling it with hydrochloric, or by treating 
it with nitric acid. The compound, thus purified, forms shining, square needles of 
sp. gr. 8*733. The compound is brittle, and when the powder is projected in the 
flame of a candle, it burns with the emission of sparks and a white smoke. It 
does not rust in air when it is moistened with water; it is not attacked by nitric 
acid—cone, or dil., hot or cold—it dissolves slowly in boiling hydrochloric acid, 
and rapidly and completely in aqua regia. This compound was prepared by 
W. P. Headden. L. J. Spencer described some probably tetragonal crystals of 
Fe 3 Sn obtained at the bottom of some baths of molten tin. J. Percy also com¬ 
mented on the rust-resisting properties of an alloy with 9 per cent, of tin. 
C. A. Edwards and A. Preece found that iron hemistannide, Fe 2 Sn, is stable between 
760° and 900°, but can react with tin at 800° to produce the monostannide. 

H. St. C. Deville and H. Caron said that iron stannide, FeSn, crystallizes from a soln. 
of iron in an excess of tin ; it was also prepared by W. P. Headden. C. A. Edwards 
and A. Preece found that the monostannide is stable at all temp, below 800°, and 
reacts with tin below 496° to form the distannide. C. Nollner said that some tin 
from the East Indies, when digested with hydrochloric acid, left a residue consisting 
of small crystals of iron distannide, FeSn 2 , of sp. gr. 7*446. C. A. Edwards and 
A. Preece observed that the distannide exists below 496°, and when heated above 
that temp, forms the monostannide and a liquid rich in tin. W. P. Headden also 
obtained this compound. P. Berthier, and W. P. Headden, reported iron ietriia- 
stannide, Fe 48 n, and iron tritatetrastannide, Fe 3 Sn 4 ; C. F. Rammelsberg, iron 
pentastannide, FeSns, and iron hexastannide, FeSn^; and W. P. Headden, iron 
hemitristannide, Fe 2 Sn 3 ; iron jyentitahexastannide, Fe 58 n 0 ; and iron tetriiapenta- 
stannide, Fe 48 n 5 ; and iron ennitastannide, Fe 98 n. The proof of the chemical 
individuality of all these products is wanting. E. Isaac and G. Tammann found 
that tin and iron are only partially miscible in the fused state; at 1140°, with 
from 50 to 89 per cent, of tin, two layers are present. Tin is soluble to the 
extent of about 19 per cent, in crystallized y-iron ; at 1140°, the layer rich in iron 
decomposes into a solid soln. and a fused mass, and, at 893°, the solid soln. reacts 
with th,e fused mass to form what may be iron teitastannide, FeaSn. These changes 
appear as breaks in the cooling curve. At 780° there is a third break which is 
thought to represent a polymorphous transition; there is a fourth break at 496°. 
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S’rom 89 to 100 per cent, tin, the f.p. curve falls rapidly. F. Wever and W. Reinecken 
observed no gap in the miscibility of the molten metals, and they found that the 
sat. solid soln. contains 18 per cent, of tin ; C. A. Edwards and A. Preece observed 
a miscibility-gap, but obtained no evidence of the formation of the tritastannide; 
R. Ruer and J. Kuschmann showed that the two metals have a limited miscibility 
which is not explained away by assuming that the separation into two layers is 
caused by segregation during solidification. This combines with the liquid phase 
at 1132® to form the compound FeaSn if the alloy contains between 18 per cent, 
and 48 per cent, of tin. Below 890®, this com¬ 
pound decomposes into FeSn 2 and mixed crystals, 
or, if the alloy contains more than 41*3 per cent, 
of tin, combined with tin to form the same com¬ 
pound. The compound FeSn 2 undergoes poly¬ 
morphic transformations at 780®, 755®, and 490®. 

Tin does not affect the temperature of the magnetic 
(a->j8) transformation of iron. The a->y transition 
point, however, is raised 40® by 1 per cent, of tin, 
and the y->3 transition point depressed 140®. 

With a cone, greater than about 1*9 per cent, of 
tin, iron does not pass through the y-phase at all 
in cooling. 0. A. Edwards and A. Preece studied 
the constitution of the iron-tin alloys, and they showed that the thermal trans¬ 
formations at about 760® and 800®, which F. Wever and W. Reinecken attributed 
to polymorphic changes occurring in the distannide, are more probably due to the 
decomposition and formation of the hemistannide and monostannide. G. Tam- 
mann and W. Salze studied the residue left after treatment of the alloy with an 
acidified soln. of ammonium persulphate. E. F. Kohman and N. H. Sanborn 
discussed the formation of a tin-iron alloy in the production of tin-plate. 
J. W. Donaldson, and F. Roll observed that tin with cementite produces grey 
cast iron. 

Table LXIII. —Magnetization of Ibon-Tin Alloys. 



Fio. 438.—Equilibrium Diagram 
of the Fe-Sn Alloys. 


Tin 

(per cent.) 





// *• 

ooo 


Not 

Annealed 

Annealed 

Queneheil 

Not 

Annealed 

Annealed 

Quenched 


annealed 

at 675^ 

at iooe° 

from 960" 

annealed 

at 675° 

at KM)0° 

from 960° 

S 

9,500 

10,000 

10,850 

8,400 

17,460 

18,000 

17,200 


El 

13,100 

10,000 

13,360 

11,800 

'9,000 

18,860 

18,850 

18,200 

18,150 

0-29 

2,160 

8,650 

9,400 

18,250 

18,250 

17,000 

17,900 

0-34 

3.900 

6,400 

9,400 

11,000 

18,600 

18,350 

17,700 

17,900 

0*69 

6,800 

7,600 

11,300 

13,760 

18,100 

18,650 

18,260 

18,400 

0*72 

9,400 

11,700 

11,300 

14,160 

19,250 

19,200 

18,500 

18,700 

1-57 

8,700 

11,700 

14,000 

14,360 

18,050 

18,400 

18,300 

17,600 

2*06 

12,900 

12,400 

13,350 

13,760 

17,250 

17,960 

17,400 

17,500 


W. F. Ehret and A. F. Westgren found that the FeSn lattice is hexagonal 
with a—5*292 A., and c=4*440A., and unit cell has three FeSn mols. The 
Fe 2 Sn-cell has two mols. per unit cell. The cell is hexagonal with a —5*449 A., 
and c~4*353A. The unit cell of FeSn 2 is hexagonal; it contains 12 atoms, and 
has a—5*317 A., and c—9*236 A. J. E. Hurst, W. H. Spencer and JJl. M. Walding, 
C. F. Burgess and J. Aston, E. K. Smith and H. C. Aufderhaar, P. Blum, and 
W. Keller described some working qualities of the tin-iron alloys. A. L. Norbiiry 
studied the effect of tin on the hardness of iron. K. Taniguchi also studied the 
hardness of these alloys. A. Ledebur observed the tensile strength, T tons per 
sq. in., and the percentage elongation of ingot iron and crucible steel to be : 
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Ingot iron Crucible eteel 


Tin 

0 

0-10 

0-19 

0-26 

063 

0-23 

0-60 

0-C8 per cent. 

T . 

20*9 

26-2 

24-6 

26* 1 

29-7 

46-9 

46-9 

4(i-9 

Elon. 

31-3 

28-7 

18-0 

26-8 

19-7 

15-6 

16-5 

3-5 


Alloys with as little as 2-5 per cent, of iron are magnetic ; and the temp, at which 
iron loses its magnetic properties is practically unaffected by the presence of tin. 
C. F. Burgess and J. Aaton measured the magnetization, or magnetic induction, 
b, of alloys of iron and tin—unannealed, annealed at 675® and 1000®, and quenched 
at 900®- for magnetic fields of intensity H gauss, and the results are summarized 
in Table LXIII; while the results for the coercive force (^niax.= 200 ), and retentivity 
(^max.~200) are summarized in Table LXIV. “ S ” refers to Swedish iron, and 
“ El ” to electrolytic iron. 

Table LXIV. —Coercive Force and Retei^tivity or Iron-Tin Alloys. 


Tin 

Coercive force 

Ketentlvlty 

(per cent.) 

Not 

Annealed 

Annealed 

Quenched 

Not 

Annealed 

Annealed 

Quenched 


annealed 

at 676* 

at 1000* 

from 900* 

annealed 

at 675* 

at 1000* 1 

from 900° 

S 

6-6 

4-8 

3 9 

5-0 

11,400 

12,700 

9,000 

8,500 

El 

6-5 

6-2 

51 

2-5 

12,300 

13,800 

10,000 

8.000 

0-29 

23-5 

7-5 

6-3 

50 

12,100 

11,700 

9,100 

8,700 

0-34 

12-3 

8-9 

6-5 

3*6 

12,300 

‘ 12,700 

9,400 

8,000 

0-69 

7-5 

7-7 

4-3 

3-7 

8,000 

12,300 

10,400 

12,100 

0-72 

7-0 

5-7 

3'9 

2-9 

11,000 

13,200 

8,700 

8,900 

1-57 

6-0 

40 

40 

3-3 

10,000 

13,100 

11,900 

10,800 

2-00 

30 

4-3 

3*5 

2-5 

! 8,100 

11,300 

9,300 

8,000 


F. Wever observed that with increasing proportions of tin, the a->y transition 
temp, is raised and they -»8 transition temp, is lowered. F. Wever and W. Reinccken 
found that iron takes up 18 per cent, of tin in solid soln. The y-iron region is 
reduced by and disappears with 1*9 per cent, of tin. Iron tritastannide decomposes 
at 890®, producing iron distannide, FeSn 2 , which separates along htoq\ the distan- 
nide undergoes allotropic transformations at 780®, 755®, and 490®. The liquidus 
is horizontal with between 48 and 75 per cent, of tin. The compound Fes^n 
decomposes at 890®. A. S. Eussell exposed a mixed tin and iron amalgam to the 
action of an oxidizing agent, and found no sign of the formation of a compound ; 
as soon as the tin is nearly all oxidized, the oxidation of the iron begins. F. Wever 
showed that with over 2 per cent, of tin, the y-transformation of iron disappears, 
and the A 3 and A 4 points of iron meet, and with more than that proportion of tin, 
the a- and Sdron areas are continuous— cj. chromium-iron alloys. P. Goerens and 
K. Elligen found that tin acts on pig-iron similarly to antimony (q-v.), M. Faraday 
and J. Stodart said that steel is not improved by alloying it with tin. L. Guillet 
observed that tin dissolves in molten iron, and when 5 to 7 per cent, has been added, 
a stannide is formed which is found in the shape of needles usually in well-defined 
clusters. The carbon remains in the pearlitic stage. Tin makes steel brittle and 
unworkable when the proportion exceeds 1*5 per cent. L. Guillet, and M. Hamasumi 
noticed the hardening effect of tin on iron. E. H. Saniter observed an alloy with 
0*35 per cent, of tin gave off a white fume when rolled ; it rolled fairly well, but did 
not draw to wire satisfactorily. Alloys were also described by C. F. Burgess and 
J. Aston, B. Eyferth, H. J. French and T. G. Digges, P. G. J. Gueterbock and 
G. N. Nicklin, G. Jones, W. Longmaid, E. Mauer and W. Haufe, L. Mayer, P. Ober- 
hoffer, J. Percy, 8 . Rinman, H. de Senarmont, J. E. Stead, and M. Stirling. The 
use of imperfectly de-tinned sheet-iron in the manufacture of steel may introduce 
a small proportion of tin. A. Ledebur showed that 0*1 per cent, of tin in low-carbon 
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Bteel raised the breaking-point 1*4 tons per sq. in., and reduced the elongation 0*8 
per cent. J. E. Stead found that sensible quantities of tin raised the yield-point and 
maximum stress, and also increased the hardness of steel when hot. The presence 
of tin should be low because it tends to make the metal difficult to roll, and hard 
and stiff when in the heated state. J. H. Whiteley and A. Braithwaite also showed 
that the presence of small proportions of tin—even 0*06 per cent.—in medium carbon 
steel is liable to impair its ductility ; the harmful effect increases with the carbon- 
content, but in mild steel, 0*06 per cent, had no detrimental effect. The degree of 
brittleness produced by tin is influenced by the heat-treatment. E. Griffiths and 
F. H. Schofield studied the thermal and electrical conductivities of some aluminium 
bronzes containing iron ; and L. Neel, the Curie points. M. Faraday and J. Stodart, 
and R. Mallet noted that alloys with tin are less corrodible than iron. C. F. Burgess 
and J. Aston found that alloys of tin and electrolytic iron lost, in grams per sq. dm., 
when immersed in 20 per cent, sulphuric acid for an hour ; and in kgrms. per sq. 
metre per year when exposed to the weather for 162 days from February to tfuly: 


Tin 

. 0 

0-288 

0-342 

0-686 

1-568 per cent. 

T (Acid 

. 1-300 

0-284 

0-360 

0-386 

1*030 

. 0-499 

0-337 

0-190 

0-239 

0-283 


A. S. Russell and H. A. M. Lyons studied the system mercnry-tin-iron alloys; 
and H. Brintzinger and F. Rodis, the action of chromous chloride on some tin- 
iron-bismuth alloys. 

L. B. G. de Morveau stated that the lead-iron alloys are formed with difficulty 
when the two are fused together, they form two alloys one above the other, the 
lower one containing very little iron, and the upper one very little lead. E. Biew end 
thought that he had obtained a hard, brittle, lustrous, steel-grey alloy with 3*24 
per cent, of lead by reducing a slag containing iron and lead in a crucible lined witli 
charcoal. S. Rinman, and F. L. Sonnenschein also obtained what they regarded 
as ferriferous lead. E. Isaac and G. Tammann, J. Percy, P. Oberhofler, and 
C. J. B. Karsten were unable to prepare iron-lead alloys because the two elements 
are not miscible either in the solid or molten state, and no compounds are 
formed. E. K. Smith and H. C. Aufderhaar, J. E. Hurst, and W. H. Spencer 
and M. M. Walding discussed these alloys. A. 8. Russell observed that when an 
amalgam of the two metals is oxidized, the lead is first removed, and then the 
iron; there is no sign of a compound. G. Tammann and W. Oelsea found 
that at 400° and 1600°, lead dissolves respectively 0-0003 and 0-0002 per cent, 
of iron. F. Roll showed that the presence of lead promotes the formation of 
graphite in cast iron. N. Ageef and M. Zamotorin studied the diffusion of lead in 
iron. L. Guillet, and W. Guertler and F. Menzel found that the immiscibility of 
the iron-lead and copper-lead in the binary systems persists to a large degree in 
the oopper-lead-iron alloys. The cooled mixtures show two or three layers, the 
three consisting essentially of the three metals, each showing inclusions of the 
other two ; where two layers are formed, one is iron containing inclusions of copper 
and lead, the other consists of copper crystals in a ground of lead, although in the 
liquid state the copper is completely miscible with the iron. C. E. Eggenschwiler 
studied the copper-tin-lead-iron alloys. 0. F. Burgess and J. Aston found that the 
working properties of an alloy with lead were poor ; they also observed that alloys 
with 0 and 0-061 per cent, of lead lost 1*300 grms. per sq. dm. in each case when 
immersed for an hour in 20 per cent, sulphuric acid ; and respectively 0-499 and 
and 0*273 kgrm. per sq. metre per year when exposed to the weather for 162 days 
from July to February. 

The preparation of the iron-vanadium alloys, or ferro vanadiunij was discusvsed 
in connection with vanadium—9* 54, 3. For the occurrence of vanadium in iron, 
vide 9 . 54, 2. In 1896, M. K. Helouis first made systematic tests on the use of 
vanadium steels; this was followed, in 1900, by F. Werner, and J. O. Arnold, 
who obtained the alloys by adding ferro-vanadium to the molten steel just before 
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it was teemed from the clay crucible. The preparation of vanadium-iron alloys 
was also described by B. de Alzugaray, L. J. Barton, F. M. Becket, W. F. Bleecker 
and W. L. Morrison, R. Cazaiid, A. P. Child, A. Cone, A. S. Cushman, J. Escard, 


H. Fleek, H. J. French, ?. Froger, N. J. Gebert, G. Gin, P. Girod, W. Guertler, 
A. Haenig, A. Heinzel, W. Heyni, G. T. Holloway, E. Houdremont and co-workers, 
R. M. Keeney, H. B. Knowlton, W. L. Morrison, P. Muller, K. Nishida, P. Ober- 
holler, W. Oertel and co-workers, J. Ohly, F. Peters, N. Petinot, E. Pohl, 

F. Rapatz, J. W. Richards, B. 1). Saklatwalla, R. Scherer, E. Schilling, G. P. Scholl, 
J. K. Smith, S. S. Steinberg and P. S. Kusakin, 0. J. Steinhart, G. and E. Stig, 

G. Surr, and W. Venator. W. R. Hulbert obtained them by the thermite process. 
J. E. Stead observed that ordinary pig-iron may contain up to 0*262 per cent, 
of vanadium; L. Blum also observed it in blast-furnace slags. J. Laisaus, 
and N. Agceff and M. Zamotorin dicuassed the diffusion of vanadium in iron. 
R. Vogel and G. Tammann prepared alloys by the aluminotherraite process in a 
crucible lined with fused magnesia. When an ordinary crucible was employed, 
up to 7 per cent, of silicon was di.saolved from the walls. The f.p. curve falls from 
1750°, the m.p. of vanadium, to a minimum with 31*5 per cent, of vanadium and 
then rises to the m.p. of iron, 1525°. Except at the minimum, the crystallization 
intervals are considerable, and, as the alloys are homogeneous throughout, the metals 

form a complete series of mixed crystals. The 


behaviour of the alloys containing silicon is con- 

_siderably more complicated ; the minimum of the 

tSOf 7 -— f-P* ^wrve is lower, and at 1380° there is a break 

I- miscibility from 55 to 90 per cent, of vanadium. 

---In the alloys containing 20 to 52 per cent, of 

I- vanadium, there is a transition between 1100 ° 

- and 1250°, the nature of which has not been 

I elucidated. The vanadium steels, except those 

fiiJ 1 ,! very rich in iron, are hard and fairly brittle, but 

^ ~ be filed and hammered. The presence of 

^ _ silicon greatly increases the hardness and brittle- 

II I I ^ ness. Pure vanadium-iron alloys are acted on by 

0 40^ 60 BO too citric acid, but those containing silicon, only by 

r cen .yand mm aqua regia. The results of M. Oya are sum- 

Fio. 439 .--Eqml^num Diagram 439; they agree with those of 

of the he-v Auoys. ^ Tammann. M. Oya also found 

that the alloys form a complete series of solid soln., that the A^-point is rapidly 
lowered by vanadium, but that the A 2 *point rises rapidly to form a loop at 2*5 per 
cent, vanadium. The Ao-point rises at first gradually, attains a maximum with 
15 per cent, vanadium, falls slowly to 20 per cent., and is rapidly lowered to room 
temp, with 35 per cent. J. A. M. van Liempt discussed the solid soln. of the two 
element.s. E. Maurer and co-workers observed that with 2*5 per cent, of vanadium. 


/?“/• cent, ydnddmm 

Fio. 439.—Equilibrium Diagram 
of the Fo-V Alloys. 


the y-transformation of iron disappears, and the A 3 - and A^-points of iron meet, 
so that with over that proportion of vanadium, a- and S-iron are identical—c/. 
chromium-iron alloys. F. Roll observed that vanadium stabilizes the cementite 
in cast irem. V. N. Svechnikof! studied the y-phase. 

G. L. Norris observed that the presence of vanadium in cast iron increased the 
transverse strength and tensile strength, and lengthened the life of locomotive 
cylinders. J. K. Smith said that the beneficial effects of vanadium on steel are 
(i) the result of its acting as a unique scavenger in removing both oxides and nitrides, 
forming fluid and readily separable products, so that the metal is directly toughened. 
W. H. Hatfield does not agree with this for cast iron. J. K. Smith also attributed 
the favourable effects of vanadium (ii) to the passage under normal conditions of a 
pro})ortion of vanadium into solid soln. with the ferrite, so that the ferrite is then 
more resistant to wear and to the formation of slip-bands, and it opposes the ready 
] s.ige of carbides through it, so that vanadium steel has a tendency to be sorbitic 
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in character; and (iii) the direct strengthening of the steel owing to tlje formation 
of complex carbides. F. M. Becket, and C. F. Burgess and J. Aston discussed the 
working qualities of the iron-vanadium alloys ; and Z. Nishiyama, the X-radio- 
grams. F. L. Coonan, and R. Moldenke made some observations on the influence 
of vanadium on cast iron ; and W. H. Hatfield concluded that additions of 
vanadium have a definite influence on the physical jiroperties of cast iron, ii\ that 
it helps the carbon to persist in the combined state, by making it more stable. 
The combined carbon does not differ physically from the normal carbide of cast 
iron. P. Piitz said that a small addition—0*2 per cent.^—of vanadium suffices to 
raise the Ar^-point nearly 10 °, but further additions do not raise this point any 
higher; and the Ar 8.2 point is raised proportionally with the increase in the 
percentage of vanadium. A. M. Portevin observed that with steels having 0-2 per 
cent, of carbon, the breaks in the heating and cooling curves are as follow : 


Vanadium. 

0-60 

0-75 

104 

1-54 

2*98 

5*37 

7-39 

10*27 per cent. 

Heating 

810° 

810° 

795° 

800° 

840° 

812° 

860° 

— 



085° 

920° 

945° 

950° 

900° 

— 

— 

Cooling 

{810° 

810° 

805° 

800° 

830° 

815° 

840° 

820° 


(730° 

730° 

090° 

—■ 

•— 

— 

590° 

570° 

whereas with 

a steel with 0*8 

per - 

cent, carbon the results 

were more definite, being 

Vanadium. 

0-25 

0-60 

0-80 

1 15 

1-58 

2-89 

4-99 

7*85 per cent. 

Heating 

800° 

800° 

800° 

798° 

785° 

790° 

782° 

780° 

Cooling 

740° 

738° 

740° 

740° 

732° 

730° 

720° 

700° 


P. Nicolardot said that the V 3 C 2 or the V 2 C carbide is formed in steel, and this 
forms with the cementite a complex iron vanadium carbide. P. Piitz supposed that 
the vanadium carbide present in the vanadium steels is V 2 n^ J. 0 . Arnold and 
A. A. Read stated that with steels containing as little as 0*71 per cent, of vanadium, 
vanadium replaces iron in the carbide to form a mechanical mixture of llFe^C 
+V 4 C 3 ; and as the proportion of vanadium increases, more is found with the 
carbide, until with 2-32 per cent, of vanadium, the carbide of the steel is 
2 Fe 3 C-f V 4 C 3 ; and with higher proportions of vanadium—say, 5-84 per cent.— 
practically all the iron of the carbide is replaced by vanadium. L. Guillet found 
that the higher the proportion of carbon, the more is the vanadium required to 
avoid the presence of pearlite. The pearlite steels are hardened by quenching a 
})roportion as the vanadium-content rises. Steels containing carbide and pearl ite 
are less affected. Steels with carbide are slightly softened ; the carbide is never 
all dissolved, whatever be the temp, of quenching. As a rule, annealing softens the 
vanadium steels. In the pearlitic steels containing much carbide, the carbide is 
precipitated as graphitic, and in that case the steels become extremely brittle. 
Case-hardening in a pearlitic steel may result in the production of much Ctarbide. 

M. Oya's observations on the ternary system involving low-vanadium steels 
showed that the solubility of carbon in the y-phase, markedly decreases on the 
addition of vanadium, and hence the existing range of the y-phase in this system 
is very narrow. In the region of the y-phase there exist three proeutectoid surfaces 
in which the a-phase, FcpC and V 4 C 3 begin to separate, respectively. The Aj- 
point, that is, the eutectoid temperature, in the Fe-Fe 3 C system is raised 15° by 
the addition of 0*5 per cent, vanadium and remains constant on further increasing 
the vanadium. The binary eutectoid reaction (y-^a-[-V 4 C 3 ) takes place in the 
temp, range from 745° to about 1330°. A non-variant reaction, 
takes place in the neighbourhood of the composition of about 0*5 per cent, vanadium 
and 0*9 per cent, carbon. The subject was studied by E. L. Reed, R. Vogel and 
E. Martin, F. Wever and W. Jellinghaus, and H. Hougardy. C. H. Mathewson 
and co-workers investigated the Fe-V -02 system. 

Observations on the subject were made by P. Blum, J. Challansonnet, 
E. T. Clarage, J. W. Donaldson, E. O. Fitch, W. Giesen, L. Guillet, A. Haenig, 
R. Marechal, E. Martin, G. L. Norris, N. Petinot, A. M. Portevin, K. Ruf, 



582 


INORGANIC AND THEORETICAL CHEMISTRY 

M. Sauvageot, and D. Zuege. J. 0. Arnold said that vanadium forms a true steel, 
100 per cent, pearlite, when 4*8 per cent, of vanadium is present, and 0*83 per 
cent, of carbon. Vanadium pearlite has 72Fe+V4C8. H. Scott observed that 
vanadium had no marked effect on the transformation temp, of martensite to 
troostite. J. Challansonnet found that vanadium hindered the graphitization of 
steel— vide nickel-vanadium steels. E. Piwowarsky, A. Campion, J. W. Donaldson, 
H. Sawamura, and J. E. Hurst studied the effect of vanadium in cast iron. 

A. Osawa and S. Oya represented the relation between the lattice parameter, 
a A., and the percentage of vanadium, [V], in iron-vanadium alloys by a=2*852 
-f0*000614[V]+0-0000131[V]2. Z. Nishiyama found the lattice parameter, a; 
the sp. gr.; and the elastic modulus, E kgrms. per sq. cm., at 15*1° to 15*3°, to be ; 

V ... 0*1 2 3 4 6 7 8 per cent. 

a . . . 2*867 2-860 2-866 2-868 — 2-871 A. 

Sp.gr. , 7-8648 7*8602 7-7999 7*7906 7*7617 7*7206 — 

J5;xl0~« . . 2-162 2-127 2-161 2*142 2-130 2-093 — 

Observations were also made by F. Wever and \7. Jellinghaus, who found: 

Vanadium. 0 13-4 28*6 38-4 47-8 63-6 79*8 100 per cent. 

oxl0»cm. 2-860 2-866 2*876 2-88 2-89 2-926 2-966 3-04 

K. Ruf measured the sp. gr. of iron-vanadium alloys. W. H. Hatfield gave for 
alloys with combined carbon 2*9 per cent., 0*66 Si, 0*28 Mn, 0*03 S, 0*08 P, and 

Vanadium . 0 0-138 0-22 0*46 0-66 per cent. 

„ , (Brinell's . ,387 418 430 418 430 

rtaraness^g^j^j^^pj^ . . 48 48 48 47 48 

G. W. Quick and L. Jordan recommend these steels for the balls in Brinell’s 
test for hardness. G. Tammann and V. Caglioti studied the recovery of the hard¬ 
ness after cold-work. L. Guillet observed that the pearlitic steels have a tensile 
strength and an elastic limit which rise rapidly with the percentage of vanadium ; 
the elongation and reduction of area slowly decrease, while still preserving rela¬ 
tively high values ; the brittleness does not increase ; but the hardness increases 
rapidly. The tensile strength and elastic limit of steels containing pearlite and 
carbide are lower as the proportion of vanadium is lower, and, in consequence, of 
the carbide, are higher. The elongation and reduction of area increase, but the 
resistance to shock decreases rapidly. The mechanical properties of steels con¬ 
taining carbide vary but little with their composition. The tensile strengths and 
elastic limits are low; the elongations and reduction of area are high, but the pro¬ 
ducts are brittle. These results were discussed by G. Auchy, M. Ballay, J, Baxeres, 
P. Blum, H. M. Boylston, A. L. Colby, E. F. Cone, E. 0. Fitch, H. Fleek, 
R. C. Good, R. Hohage and A. Gnitzner, W. A. Johnson, W. Kahlbaum and 
co-workers, 0. von Keil and F. Ebert, M. Kinkead, A. B. Kinzel and C. 0. Burgess, 
E. Kothny, R. W. Moffatt, I. Musatti and G. Calbiani, A. L. Norbury, W. Oertel 
and F. Polzguter, P. Promper and E. Pohl, A. Rys, E. B. Saklatwalla and 
co-workers, E. K. Smith and H. C. Aufderhaar, H. P. Smith, J. K. Smith, 
B. E. D. Stafford, J. Strauss and G. L. Norris, K. Taniguchi, J. L. Uhler, 
M. Vasvari, and F. Werner. Z. Nishiyama’s results for the elastic modulus are 
indicated above. J. 0. Arnold and A. A. Read obtained the results indicated 
in Table LXV. C. L. Clark and A. E. White measured the influence of temp, 
on the tensile strength. E. Piwowarsky said that vanadium increases the resist¬ 
ance of iron to shock. According to F. Robin, the resistance of the vanadium 
steels to crushing is very high so long as the formation of double carbide does not 
occur. The resistance to crushing of carbon-vanadium steels, like their hardness, 
is sharply accentuated by slight additions of vanadium. Near 1000°, the crushing 
strength of a steel with 0*8 per cent, of carbon and 0*2 to 1*5 per cent, of vanadium 
is rather low. E. Piwowarsky observed that the addition of silicon increases the 
amount of combined carbon, and this influence is greater when the silicon is low. 
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B. W. MoSatt found that vanadium steel castings have a greater resistance to 
impact than straight carbon steel castings; they are also tougher and 'more 
ductile. 

Table LXV.— Mechanical Tests on Vanadium Steels. 


Percentage Composition | 

Yield-point 

(tOU.4 

per SQ. in.) 

Maximutn 
stress 
in tons 
per sq. In. 

Elongation 
(per cent.) 

Reduction i 
of area 
(per cent.) 

Alternating 

stress 

(alter¬ 

nations 

endured) 

1 

C ! 

SI 

Mn 

V 

0*60 

0-05 

006 

0*71 

12-0 

36-9 

220 

41-4 

119 

003 

0-09 

007 

2*32 

140 

36-0 

24-5 

62-0 

1 191 

0P3 

0-21 

Oil 

6-84 

17-0 

33-4 

260 

63-2 

135 

107 

0-32 

012 

10-30 

15-0 

33*7 

23-0 

31-5 

119 

MO 

0-47 

012 

13-45 

18-0 

37-0 

10-0 

9-7 

1 

15 


K. Kuf measured the thermal expansion between 0° and 250° and found that 
alloys with over 6 per cent, of vanadium show no marked anomaly in the thermal 
expansion at higher temp. K. Ruf measured the sp. resistance for the thermo¬ 
electric force against platinum. Observations were also made by E. T. (’larage, 
E. F. Lake, V. Putz, A. McWilliam and E. J. Barnes, J. K. Smith, H. R. Sankey 
and J. K. Smith, M. K. Helouis, W. Giesen, A. M. Portevin, R. Hohage and 
A. Griitzner, E. Maurer, A. Campion, and R. Moldenke. G. Tammann and 
V. Caglioti discussed the recovery of resistance after cold-work. A. M. Portevin 
found that the addition of 1 per cent, vanadium raised the electrical resistance of 
iron 6*7 microhms per cm. cube ; and with steels containing 0*1 to about 0*2 per 
cent, of carbon- normal and hardened by quenching from 1000° to 20° had the 
following values for the electrical resistance, R microhms per c.c. : 


Vanadium 

0-60 

0-75 

104 1-54 

2-98 

5-37 

7’39 per cent. 

,, j Normal 

1 Hardened 

14-0 

151 

16-2 

18-8 

30-1 

31-7 

38-6 

15-7 

19-9 

21-7 

21-9 

31-8 

31-6 

38-4 

and with steels having about 0-8 per cemt. 

carbon : 




\’anadium 

0-25 

0-SO 

M5 

2-89 

4-99 

7-85 

10-25 percent. 

T. 1 Normal 
^ 1 Hardenetl 

. 21-4 

22-4 

19-3 

22-5 

20-9 

37-5 

107-2 

. 38-2 

420 

31-5 

31-8 

27-6 

37-5 

107-0 


G. Mars stated that from the general behaviour of vanadium steels, the presence 
of vanadium confers no special advantages in the use for permanent magnets, and 
is not likely to have a stronger remanence than 
normal steel. J. Challansonnet found vanadium 
lowered the Curie point. F. Wever and W. Jelling- 
haus obtained the two magnetization curves for 
alloys with 29*5 per cent. V, and 33-5 per cent. V 
(Fig. 440, dotted). J. J. Lonsdale observed that 
the coercive force of vanadium steel is increased 
w^hen it has been heated above its critical temp., 
and when it has been annealed and quenched. 

The permeability is lower than that of other steels 
containing the same amount of carbon, but the 
hysteresis and coercive force are greater. 

L. Kirschfeld measured the hydrogen absorbed 
by the ferrovanadiura alloys. Alloy I had 9*1 per 
cent, of vanadium and 0*07 per cent, of carbon ; II had 22-0 per cent, of 
vanadium and 0-56 per cent, of carbon; III had 70-9 per cent, of vanadium. 
Values for Fe, iron, and V, vanadium, are also indicated in the isothermal and 
isobaric (about 760 mm.) curves, Figs. 441 and 442. The absorption increases 



Fio. 440.^—Magnetization Curves 
of Iron-Vanadium Allovs. 
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as the proportion of vanadium increases, but is always less than the value 
calculated by. the mixture rule. The isobars for 9 and 22 per cent, of vanadium 
show minima at 700® to 800®, but with 71 per cent, of vanadium, the minimum 


cc Ht dbsorbed per pyun metdl M 



Fio. 441,—The Effect of Pressure on 
the Absorption of Hydrogen-Tem¬ 
perature Constant. 


Fio. 442.—The Effect of Temperature 
on the Absorption of Hydrogen- 
Pressure Constant. 


disappears, and the isobar approximates to that for vanadium alone. The 
isotherms of the alloys assume the parabolic form at a higher temp. According to 

G. Tammann and G. Siebel, the thickness of the air- 
films, y/x/x, is represented by 1), where a and 

b are constants, t represents the time. There is a dis¬ 
continuity in the curves connected with the transfor¬ 
mation of a- into y-iron. Some of L. Kirschfeld and 
A. Sieverts' results are shown in Fig. 443. L. B. Pfeil 
observed that when vanadium steel is heated at about 
1000° for many hours in air, the three-layer scale which 
is formed vide supra—hem a concentration of vana¬ 
dium in the innermost layer, and only small amounts 
occur in the middle and outer layers. G. Tam¬ 
mann and G. Siebel studied the oxidation or tenijier 
colours of vanadium steels. Vanadium steels ought 
to be more acid-resistant than ordinary steels because 
vanadium carbide is not readily attacked by acids. 
L. Aitchison found that the corrosion of vanadium 
steels represented by the loss in. weight per 100 sq. 
cms. after exposure in the dark to 3 per cent, sodium 
Fio. 443.— The Adsorption chloride soln. and 1 per cent, sulphuric acid for 77 
of Hydrogen by Iron-Van- days, and 10 per cent, sulphuric acid for 45 days, was 
adium Alloys. as follows : 



c . . . 

. 0‘60 

0t>3 

0-93 

1-07 

1-10 per cent. 

V . . . 

. 0-71 

2-32 

5-84 

10-30 

1.3-45 „ 

NaCl 

1-73 

1-74 

1-87 

1-66 

1-49 


. 5-82 

4 73 

4-48 

6-56 

3-63 

. 806 

12-42 

20-25 

17-40 

16-18 


H. Endo's results, summarized in Pig. 444, show the losses in grams per sq. cm., 
during 5 hrs.' action, at ordinary temp., with alloys containing 0*54 to 0*66 per 
cent: of carbon, and 
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Vanadium . 1*04 4-33 6-67 8-97 13-72 22-01 22-01 27-56% 

(HjS04 . 0-01411 0-01778 0-01609 — 0-01066 0-00686 0-00438 0-00336 

Loss HCl . 0-01699 0-01682 0-01436 — 0-00879 0 00434 0-00308 0-00192 

IHNO 3 . 0-08600 0-09624 0-06960 0-06728 0-01889 0-00177 0-00025 0-00005 

A. B. Kinzel, and L. Guillet studied the action of nitrogen ; and M, Wunder and 

B. Janneret, the action of phosphoric acid; and H. J. French, the action of 
hydrogen sulphide and other corrosive agents; 
and N. Tschieschewsky and N. Blinof!, the action 
of nitrogen. The general uses of vanadium steels 
were discussed by E. F. Lake, P. Girod, P. Breuil, 

J. A. Mathews, 0. M. Becker, H. R. Sankey and 
J. K. Smith, M. Dierfeld, H. Fleek, G. G. Black- 
well, E. Lievenie, and J. Ohly; and ferrovana- 
dium as a catalyst, by 1. E. Adaduroft and 
G. K. Boreskoff. E. Piwowarsky, and J. Chal- 
lansonnet studied the titanium-vanadium-iron 
alloys. 

J. G. Gahn and J. J, Berzelius-® obtained 
a tantalum-iron alloy by heating a mixture of 
tantalic oxide and iron filings in a charcoal 
crucible. The product is hard, and scratches 
glass. Hydrochloric acid slowly extracts the iron, leaving the tantalum behind. 
Alloys were described by W. Heym, G. T. Holloway, W. Guertler, H. J. French 
and T. G. Diggos, and F. C. Kelley. J. Laissus discussed the diffusion of tantalum 
in iron. A. M. Portevin found that the tantalum steels are pearlitic ; and 
that the effect of tantalum on the shearing tests is small. The values for resist¬ 
ance to shear, tensile strength, etc., in Table LXVI are expressed in kilograms per 
.sq. mm. L. Guillet obtained the results indicated in Table LXVII. The alloys were 
described by 0. J. Steinhart, and P. Breuil. A. M. Portevin observed that the 







Fkj. 444.—The Corrosion of 
Vanaciium Steels by Arkls. 


Table LXVl.—T he Mkc-hanical Properties of Tantalum Steels. 


Percentage composition 


c 

, SI j 

Mu 

' Ta 

0-120 i 

0-120 

0-190 

1 0-09 

1-700 1 

1 0190 ; 

! 0-150 

0 15 

0-180 ! 

1 0-240 

0-220 

0-60 

0-160 

0-I(i0 

0-230 

1-05 


* 


llesirttance 
to shear 

Plastic 
limit 
shearing 
(kgrms > 

Contrac¬ 
tion on 
shearing 
(l)er cent ) 

Tensile 
strength 
j (kgrms.) 

1 - 

Elastic 

limit 

(kgrms.) 

Reduction 
of area 
(l)er cent.) 

21-1 


21 

1 41-5 

29-8 

67-4 

21-5 

1 9-2 

1 IH 

! 42-6 

j 3()-4 

68-8 

21-5 

! 10-0 

19 

j 45-3 

! 311 

67-4 

23-2 

1 10-0 

1 20 

1 

47-8 

} 31-5 

1 _ 

62-3 


Table LXVH, —The Mechanical Properties of Tantalum Steels. 


Percentage composition 

C I’a 

j state 

Elastic limit 
(kgrnis. 
jM-r sq min.) j 

_! 

' Tensile 

1 strength 
(kgrnis. 
per .sq mm.) 

Elongation | 
(l)ercent.) 1 

_J 

Reduction 
of area 
per cent.) 

Brinell'a 

hardness 

0-12 1 

0-09 i 

Normal 

, 29-8 

1 

1 41-5 

53-0 ' 

I " ’ 

67-4 

107 

1 


Hardened 

46-2 

65 0 i 

11-5 

71-0 

159 

0-17 1 

0-15 

Normal 

1 30-4 

42-6 

31-0 

68-8 

107 

1 


Hardened 

1 45-7 

62-1 

15-0 

73-1 

153 

0-18 

0 -(H) 

Normal 

1 3M 

45-3 

28-0 

67-4 

112 

1 

1 


Hardened 

' 46-G 

65-8 

13*0 

74-9 

155 

OIG 

1*05 

Normal 

i 31-5 

47-8 

28-0 

62-3 

116 

1 


Hardened 

49-1 

1 

70-0 

1 

10-0 

1 

55-8 

169 
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electrical resistance of steel is very little affected by the addition of up to 1*05 
per cent, of tantalum, M. Faraday and J. 8todart,2i G. T. Holloway, and 
R. Mallet noted that columbium-iron alloys are less corrodible than iron. 

M. Faraday and J. Stodart,^^ in their experiments on the alloys formed by 
difEerent metals with iron, prepared some d^mium-iron alloys. They found 
that an alloy with about 2*9 per cent, of chromium was as malleable as iron, and 
exhibited a damasked surface. Some of these alloys were examined by R. A. Had- 
field. W. Sowerby said that in the southern part of India, the celebrated hog- 
spears and knives made by Anachelan of Salem, Madras, were manufactured from 
the chrome iron-stone found in the district. J. E. Stead observed that ordinary 
steel, and iron ttiay contain up to 0-120 per cent, of chromium. The work, Sur les 
alliages du chrome avec le fer el avec l acier^ was taken up by P. Berthier, who stated 
that the two metals could be alloyed in all proportions ; that the alloys were very 
hard, brittle, and crystalline ; and that they were a greyer and brighter white, 
less fusible, less magnetic, and less easily attacked by acids than iron alone. 
E. Fremy also prepared an alloy by heating a mixture of chromic oxide and iron 
in a blast-furnace, and said that the alloy frequently crystallizes in long needles, 
and that it resembles cast iron but scratches the hardest bodies, even hardened 
steel, R. Mushet used a similar mode of preparation. J. Percy also reported the 
alloys to be formed by heating a mixture of hsematite and chromic oxide, in a 
charcoal-lined crucible, filled up with charcoal powder, and heated to whiteness 
for a couple of hours. Patents were obtained by J. Bauer in 1865-1869, A. Parkes 
in 1870; and H. Biermann wrote on the subject in 1873 ; and, according to 
A. Brustlein, chrome steel was manufactured at Unieux, Loire, in 1877. The 
ferrochromium of J. Bauer was obtained by heating a mixture of powdered chromite, 
and charcoal or anthracite along with a flux containing calcium or sodium fluoride, 
lime, and borax, in a plumbago crucible at a high temp. S. Kern also prepared 
it by melting chromite and charcoal in a plumbago crucible ; and E. Heroult, by 
heating chrome ore with fluxes in an electric furnace. W. Borchers recommended 
the following process: 

In })reparing ferrochromium, the ore is first mixed with the following substances : 
charcoal, 12 to 15 per cent.; resin or pulverized pitch, 6 to 7 per cent.; glass scrap, 5 per 
c*ent. ; and quartz sand, 10 to 12 per cent. An intimate mixture is desirable, and can be 
best secured by piling the ingredients in a heap, each forming a separate layer, and then 
removing in vertical sections to form a new heap. After repeating this proeeas several 
times the mass will have a uniform appearance. The ore is then fused in a graj)hite, or 
strong clay crucible, the bottom of which is covered with a thin layer of fine glass and 
coarse charcoal. The cover of the cnicible is sealed with clay ; only a small opening shouUl 
be left for the escape of gases. The ore can be reduced by a crucible furnace with good 
draught, but to melt the metal a gas regenerative furnace will be required. Where a 
Siemens furnace for crucible steel is at hand this may be employed to advantage for sirielting 
ferrochromium. 

W. R. Hulbert obtained the alloys by the thermite process. The preparation of 
ferrochromium was described by W. B. Ballantine, F. M. Becket, H. Behrens and 
A. R. van Linge, C. Benedicks, W. Borchers and R. W. Stimson, H. Brearley, 
A. Brustlein, T. H. Burnham, R. Calberla, H. C. H. Carpenter, F. Cirkel, 
A. W. Clement, J. Escard, G. Gin, P. Girod, M. A. Grossmann, W. B. Hamilton 
and T. A. Evans, J. Hebert, W. Heym, E. Houdremont, F. Hiitte, R. M. Keeney, 
R. S. Kerns, Firma Krupp, S. Meunier, H. H. Meyer, P. Monnartz, P. Ober- 
hoffer, F. R. Palmer, D. St. Pierre du Bose, H. D. Phillips, V. S. Polansky, 
J. W. Richards, W. R. Saltrick, G. P. Scholl, E. J, Shackleford and W. B. D. Penni- 
man, H. C. Sicard, F. T. Sisco, J. K. Smith, S. S. Steinberg and P. S. Kusakin, 
0. J. Steinhart, G. Surr, C. Tama, W. Venator, R. Waddell, H. Wedding, and 
R^S. Wile ; G. Fuseya and K. Sasaki studied the electro-deposition of chromium- 
iron alloys. F. P. Zimmerli compiled a bibliography on chromium steels. 

N. Ag^eff and M. Zamotorin, J. Laissus, W. van Drunen, and F. C. Kelley studied 
the diffusion of chromium in iron. G. Grube and W. von Fleischbein showed that 
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when a rod of iron is surrounded with powdered chromium and heated in hydrogen, 
the chromium-content of the surface layer of the iron and the depth of penetration 
of the chromium increase with rising temp, and increasing duration of heating. 
Thus, 

24 hrs. 72 hrs. 06 hrs. 

Surface layer o*3 28*4 43*3 47*4 62*9 per ceht. 

Penetration . 0*3 1*7 —• — — 

the composition is then constant for a depth of about 0*3 mm., and probably 
represents the solubility of chromium in iron at the several temps. The chromium- 
content of a rod does not diminish uniformly with increasing depth, and the 
diffusion coeff. is therefore different at different depths. The diffusion layer 
consists of mixed crystals of iron and chromium arranged radially. J. Laissus 
studied the cementation of iron by chromium. 

According to R. A. Hadfield, unlike aluminium or silicon, chromium does not 
confer soundness on steel. When the proportion of carbon is high, as in pig- 
irons, sound ingots free from honeycombs may be obtained, but an alloy with 
1*35 per cent, of chromium and 0*28 per cent, of carbon “ rose ’ badly in the 
moulds. Aluminium does not act so powerfully with low-carbon chromium 
steels as it does with carbon steels. Alloys with more than 11*13 per cent, 
of chromium,, and 1*27 per cent, of carbon were not forgeable, but with less 
chromium the steels could be forged. If less carbon was present, probably steels 
with higher proportions of chromium 'would be forgeable. Chromium is not 
favourable to welding, for, as A. Brustlein also showed, a comparatively small 
proportion of chromium interferes with the welding. It may be possible to fuse 
chromium and attach it to steel or to wToiight iron, but the ordinary process 
of welding two bars together is not possible. F. Reiser said that an alloy with 
0*2 per cent, of chromium is unsuited for puddling. C. F. Burgess and J. Aston 
discussed the working qualities of the alloys. 

In the study of the thermal diagram, W. Treitschke and G. Tammann observed 
that the f.p. curve consists of a number of irregular bends, and they suggested 
that the results can be explained by assuming that 
a compound is formed which is completely miscible 
in the solid state with its components. P, Mon- 
nartz supposed that the compound formed is iron 
diohromide, FeCr.^, and that it shows as a maxi¬ 
mum on the f.p. curve with 66 per cent, of chro¬ 
mium. K. Bornemann discussed the subject; 
and E. Janecke stated that the conclusions of 
W. Treitschke and G. Tammann are wrong because 
of the presence of aluminium in their alloys. He 
said that there is a single eutectic which can 
form mixed crystals with either component. The 
eutectic is at 1320°, and 75 per cent, of chro¬ 
mium ; and the limit over which the mixed crystals can form, is 55 to 85 per 
cent, of chromium. K. Fischbeck represented the iron-chromium system as 
having two eutectics—Fig. 445—and a maximum corresponding with iron hemi- 
chron^e* Fe 2 Cr. These different conclusions all show that there is something 
yet to learn about this system. 

E, Pakulla, A. von Vegesack, and T. Murakami inclined to the hypothesis that 
the two metals form solid soln. in all proportions ; and that the apparent eutectics 
are due to the lack of diffusion during solidification which results in solid soln. 
differing in concentration. Thus, a dark etching portion showed a marked 
diminution in quantity on annealing at 1100° for 2 hrs., and it was inferred that a 
prolonged annealing would render the structure homogeneous. A. von Vegesack 
said that chromium and iron form a continuous series of solid soln. The m.p. of 



Fig. 446. —Equilibrium Curves 
of the Iron-Chromium Alloys. 
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iron is depressed to a minimum of 1490° by the addition of up to 28 per cent, of 
chromium, and it then rises to over 1700°, the m.p. of chromium. The lower values 
for the m.]). of chromium are due to the presence of carbon. A. Westgren and 
co-workers also found that the lattice dimensions vary continuously with composi¬ 
tion in agreement with the observation that a-iron and chromium have the same 

type of lattice. P. Oberhoffer and H. Esser 
———I—r——r- “r ~ p-i represent the equilibrium curves by Fig. 446. 

-^ --r gar ^ T. Murakaiiii showed that the A 2 - and 

f _ A 3 -transformation points are lowered by chro- 

_ _ ___ mium, and E. Pakulla and P. Oberhoffer 

___|_ ' _ obtained similar results. A. B. Kinzel found 

sn/f^iL- chromium-iron austenite loop runs 

^ chromium; its 

f upper boundary runs from J400° to 900°, and 

^00^ - lower boundary from 900° and 0 per cent. 

2Cf0° - -.. „l— chromium to 900° with 12 per cent, of 

0 ± \ ‘ I chromium. , v. 

Per cent c^mium The equilibrium diagrams for the chro- 

Fui. 446.-EquiUbrium Diagran, of 

t)ie Jron-Chroniiuin Alloys. indicated- 6. 39, 19, Fig. 29, and 5 . 39, 20, 

Fig. 31. The diagram for the ternary system: 
Fe-Cr-C, has not been completed ; only a few limited areas have been partially 
explored. P. Goerens and A. Stadeler found that the solidification temp, of 
iron remains practically constant at about 1130° when chromium is present 
to the extent of 10*4 per cent., but with higher proportions of chromium, the 
solidification temp, rises rapidly, attaining 1535° with 62 per cent, of chromium. 
With up to 21 per cent, of chromium, the carbide inversion remained at about 700° 
to 715°, and with higher proportions it could not be observed. The following is a 
selection from the results : 


0 to 40 60 HO /OO 

Per cent chromium 

Fjg. 446.—Equilibrium Diagrani of 
the Jron-Chroniiuin Alloys. 

Fe-Cr-C, has not been completed ; 


c 

40 

4-2 

4.4 

4-7 

5-7 

5-9 

70 

7'4 

9-2 

Cr 

00 

12 

2-7 

50 

13*7 

20*5 

33-4 

43-2 

620 

F.p. . 

1130° 

1126° 

1128 ° 

1128 ° 

1145° 

1161° 

1270° 

1370° 

1535° 

A.-ariest 

711° 

709" 

710" 

71 : 1 ° 

715° 

710° 

ml 

ml 

ml 


E. D. Campbell and J. F. Ross, H. Nienhaus, F. Adcock, F. Wever and W. Jelling- 
haus, E. Friemann and F. Sauerwald, T. Murakami, T. F. Russell, N. H. Aall, 
J. H. Andrew and H. A. Dickie, T. Kase, F. Wever and W. Jellinghaus, and 
P. Oberhoffer and K. Daeves made observations on the effect of chromium on 
the eutectic and eutectoid points of the carbon-“iron system. A. B. Kinzel said 
that the austenite loop in the iron-chromium system ends with 12*37 per cent, 
of chromium. J. H. G. Monypenny measured the solubility curves of cementite ; 
with the higher proportions of chromium, the cementite network does not dissolve 
until the pearlite carbide is dissolved; and the carbide dissolves rapidly above 
1050° to 1100 °. The cementite and carbide appear to dissolve simultaneously 
with the 1*36 and 2-8 per cent, chromium steels, indicating a possible difference 
in the two carbides. C. R. Austin found that for alloys having a chromium-iron 
ratio from 1 : 20 to 1:5, the addition of chromium up to 15 per cent, has 
relatively little effect on the amount of carbon in the eutectic, while vrith 20 per 
cent, of chromium, the eutectic has a little less than 4 per cent, carbon. There 
is no definite break on the curves other than the eutectic until the amount of 
chromium reaches 20 per cent., when there is a break with about 1*3 per cent, 
carbon. There is evidence of a maximum on the carbon side of the eutectic. 
With alloys having 30 to 50 per cent, chromium, the addition of carbon up to about 
2*5 per cent, lowers the f.p. of the alloys linearly with increasing carbon ; and the 
amount of carbon in the eutectics is nearly the same in all these cases. K. Fiachbeck 
represented the data as a quaternary system involving the four phases Fe, (’r, 
Fe 3 C, and Cr 5 C 2 . With steel, F. Osmond observed that chromium lowers the 
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beginning of the As-transformation, and raises the end of the Ai-transformation, 
while the action of chromium on the A 2 -transformation is not ngticeable. S. Curie 
found that the transformations occur at a higher temp, with chromium steels than 
with ordinary steels. H. C. H. Carpenter obtained the following results for the 
change-points of the carbide with chromium steels : 


Carbon 

Chromium 

Cooled from 

Change-poiiit 

0*54 

M2 

918° 

729° 



1127° 

728° 



1250° 

709° 

0-27 

3-24 

910° 

738° 



1127° 

736° 



1250° 

721° 

109 

9-55 

900° 

776° 



1230° 

760° 


Hence, it was concluded that chromium tended to raise the carbide change-point, 
so that if 7(X)° be taken as the change-point for carbon steels, the change-points 
rose respectively to 729°, 738°, and 776° on cooling from about 900° as the propor¬ 
tion of chromium was increased. Again, although when cooling from progressively 
higher temp., the change-point was lowered only a little, indicating that chromium 
tended to raise the carbide change-point, the temp, from which the steel was 
cooled had no great influence on that point. C. A. Edwards and co-workers found 
for the carbide transformation on heating, Acj, and cooling Ar^ : 


Or . 

1-96 

4-20 

6 18 

8-08 

10 39 

12 08 

per 

cent. 

C (t-35 per eeiit.|^Ji> ' 

797" 

743° 

817 

764° 

833° 

768° 

835" 

774° 

835^ 

764° 

830° 

762° 


Cr . . 

2 09 

3 92 

507 

6 16 

S12 

10 41 

jH'r 

cent. 


790° 

795° 

805° 

825° 

829" 

836° 


C 10 por 

748° 

757° 

767" 

785° 

794° 

800° 




H. Moore observed that the position of the Acj-transformation is progressively 
raised by additions of chromium from 746° with a steel containing 0*25 per cent, 
of chromium, to 821° when 6*417 per cent, of chromium is present. With steels 
having about 3 per cent, of chromium another critical point occurs below the 
Acj-point, and magnetic observations show that it is the Ac 2 -point. The occur¬ 
rence of the Aco point below Ac^ is taken to support the hypothesis that the carbide 
formed is insoluble in ^-iron. A. McWilliam and E. J. Barnes observed the critical 
temp, shown in Table LXVIII with steels containing 2 per cent, of chromium. 

Table LXVIII.— The Critical Temperatures of 2 Per Cent. C’uromium 

Steels. 


i 

Carbon 1 

t 

Heating 



1 

1 



Cooling 


(per cent) 

! : 

Acj 

1 

Ac, 

1 Ar, 

1 



Ar, 

j Ar, 

0-20 

1 765° 

791° 

1 

1 

822° 

785° 


765° 

732° 

0*25 

1 759° 

789° 

1 

810° 


So 

r*" 


731° 

0-32 1 

753° 


*785°* 



748° 

i 

733° 

0-50 

769° 


778° 



1 


721° , 


0*66 

0-86 


783° 

777° 

i 





718° 1 

714° 



A. B. Kinzel stated that the A 4 -arrest is gradually lowered from 1400° to 1250° with 
the addition of 10 per cent, chromium, and with 12*25 per cent, chromium, the A 4 - 
and A 3 -arre 8 t 8 coincide ; the As-arrest is not changed. With 12*37 per cent, of 
chromium, the transformation could not be observed, and the aiustenitic loop ends 
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at this point. A. B. Kinzel also found that the addition of up to 4 per cent, of 
chromium gradually lowers the A4-transformation from 1400° to 1250° ; and with 
higher proportions of chromium, the lowering is more abrupt, so that with 12*25 
per cent., the A4- and As-arrests coincide. The As-arrest is not affected. 

Fig. 447 represents a portion of the standard iron-carbon diagram —vide Fig. 31, 
6. 39, 20—which changes very little with a small proportion of chromium. The 
area A^BM represents a region of mixed austenite and 3-iron ; and the area 
a region of mixed austenite and a-iron—the term S-iron is used to indicate 
material that has been heated above the A4-arre8t, in contrast to a-iron, i.e. a 
material which has been transformed from austenite by cooling through the 
transformation temp, at the proper rate. Both 3-iron and a-iron crystallize in 
a body-centred cubic lattice, and the y->3-tran8formation is a reversion of the 
a-^y-transformation, and P. Oberhoffer found that in the re-crystallization of 
the iron-silicon alloys, the A2- and As-arrests approach one another with increasing 
percentages of silicon, and coincide with 2*5 pet cent, silicon. This was confirmed 
by P. Oberhoffer and C, Kreutzer. A. Westgren and G. Phragmen’s X-radiograms 
confirm this. E. C. Bain inferred that a similar phenomenon occurs with the iron- 
chromium alloys, and this was confirmed by A. Westgren and co-workers. In 
the complete absence of carbon, the y-change disappears completely when enough 

alloying element is present. Since A. Westgren and 
M fgc Cr. Phragmen have shown that chromium crystallizes 

^ \ \ single type of lattice, it follows that the 

y-range should be limited to alloys rich in iron, and 
V / \ N. E. V. Bain showed that this occurs when about 14 

/ \. Nv per cent, of chromium is present; P. Oberhoffer and 

/ Kreutzer gave 12*62 per cent, of chromium with 

^ 0*01 per cent, of carbon; and F. Stablein, 18 per 

, chromium with 0*03 per cent, of carbon. 

chromium is added to the iron, there is a slight 
As-point, and a sharp drop in the A4-point 
^ until, with about 14 per cent, of chromium the two 

points meet, and beyond that there is no transfor- 
mation to y-iron. Hence, when carbonless iron- 

* chromium alloys containing over 14 per cent, of 
Fig. 447. —Portion of Fqui- , i. 4. j i. 4. ^ 

hbrium Diagram for Iron- c'bromium are heated to a high temp., the a-iron 

Carbon-Chromium Alloys. remains as such. When carbon is present, M. A. Gross- 

raann showed that the conditions are very different. 
The results can be represented on a ternary diagram, Fig. 447. A. von Vegesack 
also observed that the transformation point of y- to a-iron is lowered by the addition 
of chromium, and cannot be observed when over 15 per cent, of chromium is 
present. P. Oberhoffer and H. Esser gave 14*77 per cent, as the limit at which 
y-Fe can be no longer observed. This agrees with C. Kreutzer's observations of 
the X*radiogram8. The effect of chromium on the a~>y- and the y->3-transforma- 
tions could not be observed because of the volatilization of the chromium ; but 


Fig. 447. —Portion of Equi¬ 
librium Diagram for Iron- 
Carbon-Chromiiim Alloys. 


the a-phase passes directly into the 3-pha8e when over 15 per cent, of chromium 
is present. J. A. Jones, J. P. Gill, A, Michel and P. Benazet, L. R. Austin, 
L.. J. Barton, E. Janecke, T. Murakami and Y. Fujii, E. L. Reed, W. Haufe, 
J. E. Johnson, A. Merz, E. Maurer and co-workers, V. N. Krivobok and M. A. Gross- 
mann, H. F. Moore, and P. Oberhoffer and C. Kreutzer, discussed the range of 
the Acj-arrest; H. Moore, the A2-arrest; and V. N. Svechnikoff, the y-phase. 

F. Osmond concluded that chromium exists in steel in at least three states— 


separately or simultaneously : (i) as dissolved chromium ; (ii) as a complex com¬ 
pound of chromium, iron, and carbon in the form of isolated globules; and (iii) 
as a solid soln. with the ternary complex. The triple complex is very hard, and 
when incorporated wrth a more malleable matrix, it naturally communicates 
to it a certain degree of hardness. The chromium and iron carbides have been 
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previously discussed. H. Behrens and A. R. van Linge reported that a non¬ 
magnetic crystalline complex iron chromium carbide, CrgFeyCa, is obtained as a 
residue by treating ferrochromium with 13-3 per cent, chromium and 5*5 per 
cent, carbon with acid; while a 50 per cent, carbon chromium alloy with acid 
yields Cr 3 FeC 2 . A. Carnot and E. Goutal obtained residues corresponding with 
Fe3C.3Cr3C2, and 3Fe3C.Cr3C2 from two chromium steels; P. Williams obtained 
3Fe3C.2Cr8C2 by heating a mixture of chromic oxide, iron and petroleum coke 
in an electric furnace; while J. 0. Arnold and A. A. Read concluded that the 
carbides in chroniium steel—^with carbon 0*64 to 0*85 per cent., and chromium 
0*65 to 23*7 per cent.—varied with the composition. Thus, the residues, remaining 
after the acid treatment of alloys with nearly 0-85 per cent, carbon, corresponded 
with the mol. ratios Fe^C : Cr 3 C 2 : Cr 4 C: 

C . 0*64 0*84 0-836 0-86 0-88 0-85 0-85 per cent. 

Cr . 0-65 0-99 4-97 10-16 16-02 19-46 23-70 „ 

Ratios 20:1:0 12:1:0 4:1:1 1:1:1 2:0:1 2:0:1 2:0:1 

and T. Murakami inferred that the a-carbide is (Fe 3 C)i 8 Cr 40 ; the jS-carbide is 
(Fe 3 C) 9 Cr 4 C ; and the y-carbide is (Fe 3 C)Cr 4 C. He supposes that the lowering or 
suppression of the carbide change in low-chromium steels is caused by dissolved 
chromium. Above the Aci-point, the carbide Cr 4 C dissolves in austenite, and by 
heating it to a suitable temp., it dissociates: 2Cr4C^Cr3C2+5Cr. High temp, 
favour the constituents on the right. During cooling, re combination to form 
Cr 4 C proceeds only slowly, and therefore, in alloys containing Cr 4 (), the carbide 
change is lowered % the normal cooling from a high temp., by the retarding action 
of the dissolved chromium. The hardness of chromium steel is attributed to the 
solid soln. of the carbide Cr 3 C 2 in a soln. of chromium in iron. The subject was 
discussed by P. OberhofEer, and F. Rapatz. H. C. Boynton found that the pearlite 
in a 1 per cent, chromium steel is seven times harder than that of ordinary steel, 
but the ferrite was about the same in both cases, and it was hence assumed that.at 
least 1 per cent, of the chromium is in the form of carbide. C. A. Edwards 
and co-workers assumed that in the ternary system, there is a region I, contain¬ 
ing Fe 3 C-f(Fe 3 C)Cr 3 C 2 +Fe, and that as the proportion of chromium increases, 
the mols. of Fe 30 will be all used up in forming the double carbide, Fe 3 C.Cr 3 C 2 , 
that is, FeCrC ; and there appears region II, containing the double carbide, some 
unknown chromium carbide, say, Cr 5 C 2 , along with a solid soln. of iron and chromium 
with steels containing still less carbon; and there remains a region III, with 
chromium carbide along with a solid soln. of chromium and iron. T. F. Russell’s 
experiments also indicate that FeCrC is the only double carbide formed; and he 
concludes tentatively, from measurements of the electrical resistance, that when 
chromium is added to a plain carbon steel, the chromium first associates itself with 
the iron carbide until the mol. ratio of chromium to carbon i^ 4-3, corresponding 
with FeCrC, and probably only a small proportion of chromium goes with the 
ferrite to form a solid Boln.~-€/iromo/erri(e. With further additions of chromium, 
the bulk goes into solid soln. with the iron, and raises the electrical resistance. This 
agrees with the observations of C. A. Edwards and A. L. Norbury. Even when the 
ratio Cr: C exceeds 4-3:1, some of the chromium is associated with the carbide, 
as indicated by observations of J. 0. Arnold and A. A. Read, etc., to form another 
carbide with a higher proportion of chromium, but T. F. Russell considers that this 
chromium is either carried down mechanically, or else is in solid soln. with thuj 
carbide. M. A. Grossmanu found that the carbon in a high chromium iron is not 
distributed uniformly after heat-treatment. The subject was studied by A. Carnot 
and E. Goutal, T. Meierling and W. Denecke, W. E, Remmers, F. Sauerwald and 
co-workers, E. L. Henderson, 0. Smalley, E. Valenta, and H. Wentrup and 
W. Stenger. F. Roll showed that chromium stabilizes the cementite in cast iron, 
and the subject was investigated by J. W. Donaldson, T. F. Jennings, H. Sawa- 
mura, and T. Isihara. 
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K. Daeves found that the solubility falls off rapidly at first as the chromium- 
content increases, then more slowly, the general form of the curve being hyperbolic. 
Points on the curve were determined by observing what chromium-content was 
necessary, with a given carbon-content, to cause the appearance of a eutectic in the 
structure of the metal. To make the hard alloys workable, for the preparation of 
polished surfaces, it was necessary to heat for several hours at 800°, just below the 
Acj-point, by which treatment the solid soln. was broken up and the metal softened. 
Etching was accomplished by electrolysis in ammonium persulphate soln. In 
eutectoid alloys, the cementite is practically unattacked by hot sodium picrate 
soln. Cold alkaline potassium ferricyanide turns the hard constituent of the 
eutectic brown to yellow, leaving the mixed crystals untouched. The solubility 
curve explains many of the known properties of chromium steels. The melting- 
point of steel and the arrest points are little affected by chromium up to 10 per cent. 
About a dozen complex carbides have been reported, and in no particular case has 
its existence as a chemical individual been established, although the existence of 
FeCrC is highly probable. H. Brearley added that after numerous and fruitless 
attempts he had learned to distrust evidence based on the chemical analysis of 
residues employed to establish the existence of compounds which can be distin¬ 
guished microscopically in steel. By means of X-radiograms, A. Westgren and 
co-workers found that the Cr 3 C 2 carbide crystallizes in the rhombic system, and 
the elementary parallelepiped has 20 atoms, and the dimensions ai=2*8121 A., 
02—5*52 A., and 03 == 11 *46 A. The carbide usually given as Cr 5 C 2 is considered 
to be Or 7 C 3 , It is trigonal, and the elementary prism contains 80 atoms, and it 
has the dimensions—edge of base, 13*98 A., and height, 4*523. Another carbide, 
Cr 4 C, chromium tetritacarbide, has a face-centred cubic lattice with 120 atoms, and 
side, a'—10*638 A, 

L. Guillet found that quenching acts upon chromium steels in the same manner 
as it does on carbon steels, but with a far greater intensity, for the increase in 
tensile strength and elastic limit are much greater than with ordinary steels 
containing the same proportion of carbon. The martensitic steels are but little 
altered by quenching; while those richest in chromium are slightly softened. 
The troostite steels are hardened by quenching. Steels containing carbides are 
slightly softened by quenching from ^ 0 ° without undergoing any alteration in their 
structure ; quenching from 1200 ° has the effect of partially dissolving the double 
carbide and of producing y-iron, while the hardness and brittleness are reduced. 
Annealing slightly softens all chromium steels. With steels containing carbide, 
annealing produces an increase in the grain-size, while in steels containing much 
chromium, an eutectoid carbide appears to be formed. The subject was studied by 
T. Murakami and co-workers, E. C. Bain, E. Houdremont, A. M. Portevin, 
K. Daeves, and D. Uno. J. H. G. Monypenny emphasized that the change with 
increasing amounts of chromium are all continuous, and there are no abrupt changes 
which can be represented sharply by boundary curves. L. Guillet found certain 
steels are austenitic when quenched from high temp., and J. H. G. Monypenny 
found that high carbon chromium steels, when quenched from a sufficiently high 
temp., are almost whoUy austenitic. The proportion of carbon required varies with 
the proportion of chromium, being lower as the latter is higher. The region between 
the lines. Fig. 447, represents a mixture of the two. If the austenitic steel be 
tempered at 450°, the apparent drop in hardness is due to the presence of some mar¬ 
tensite in the untempered sample ; at 450°, there is an incipient decomposition of 
the austenite; at 600°, the hardness is a maximum, and the structure is martensite 
with a network of troostite ; at 700°, the martensite is broken down, and the hard¬ 
ness drops considerably ; while at 750°-800°, the carbide balls up. The austenite 
can be transformed into martensite by press. By slow cooling, it can be shown that 
the martensite is a transition product between austenite and pearlite, and it is 
obtained by a slower rate of cooling than is needed for austenite. The sequence 
of changes from austenite is martensite-^troostite-^carbide. W. Giesen said that 
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steels low in chromium are pearlitic; and with medium chromium, martensitic ; 
and that high-chromium steels, etched with picric acid, contain white globules of 
a carbide —vide supra. Observations on the microstructure were also made by 
C. A. Edwards and co-workers, W. Aichhoizer, and E. Maurer and H. Nienhaus. 
T. F. Russell found that with alloys with up to nearly 12 per cent, of chromium and 
1 per cent, of carbon, the steels were all pearlitic when cooled about 40 minutes, 
and all the steels recalesced between 700® and 770®. L. Guillet’s pearlitic steels 
can be made martensitic by the air-cooling of small pieces. P. Oberhoffer also 
considers that the martensite area should be taken away from the diagram; and 
A. M. Portevin demonstrated what he considered to be the instability of the mar¬ 
tensite zone. H. Scott found that chromium in certain proportions raised the 
temp, of the transformation of martensite to troostite. E. C. Bain showed that 
alloys containing more than about 25 per cent, of chromium are without trans¬ 
formation, the a-iron and 5-iron solid soln. being continuous and identical; and 
any carbon in excess of 0*40 per cent, is required to produce an appreciable amount 
of austenite at any temp. Alloys with over 10 per cent, of chromium furnish 
S-iron in a form sufficiently stable to be quenched unchanged at room temp. ; 
it is formed at a decreasing temp, with increasing chromium-content, and at room 
temp., it is then ordinary ferrite and is permanently stable. In the absence of 
appreciable quantities of carbon, chromium, in excess of about 14 per cent., does 
not dissolve in y-iron, so that y-iron is not produced in alloys containing more than 
this amount of chromium. Carbon increases the solubility of chromium in y-iron, 
and renders it a stable constituent in alloys with over about 14 per cent, chromium. 
Alloys of iron with less than 10 per cent, of chromium behave like low-carbon steels, 
producing a material on quenching which is structurally martensitic, with rather 
lower carbon-content than would be found in a steel with the same structure. Both 
chromium and carbon render austenite more sluggish and reluctant to change 
into a-iron or martensite on cooling ; and about 12 per cent, of chromium is required 
to preserve any appreciable austenite at room temp, after quenching in water, even 
when the carbon is as high as 0*3 per cent. W. Giesen reported that pearlitic 
chromium steels with 0 to 8 per cent, chromium and 0*5 per cent, carbon, or 0 to 
5 per cent, chromium and 0*95 per cent, carbon, differ very slightly from ordinary 
carbon steels with a corresponding amount of carbon. The elastic limit, breaking 
strength, and elongation are similar; the hardness increases with the proportion 
of chromium, and is independent of the carbon-content, whilst the brittleness is 
less than in carbon steels with the same carbon-content. Chromium steels with 
8 to 18 per cent, of chromium and 0*3 per cent, of carbon, or steels with 5 to 12 
per cent, of chromium and 0-95 per cent, of carbon of martensitic or troostitic 
structure have a high tensile strength, elastic limit, and breaking strength in 
comparison with pearlitic chromium steels, whilst their ductility is low, the hard¬ 
ness is very high, and the brittleness medium. If the proportion of chromium 
exceeds 25 per cent, when 0-3 per cent, of carbon is present, and over 22 per cent, 
with 0*95 per cent, of carbon, the elastic limit sinks considerably, whereas the brittle¬ 
ness increases in the same proportion and attains a high value. The ductility 
and breaking strength are then medium. The tensile strength with a troostitic 
structure is much less than when the structure is martensitic. Chromium steels 
with martensitic or troostitic structure are very hard, and have a high elastic limit 
and tensile strength, with low elongation and contraction. Annealing makes 
pearlitic chromium steels milder, as is also the case when the flaartensitic steel is 
hardened—small quantities of y-iron being formed in each case. A double carbide, 
chromium steel has a white appearance after heating to 1250°, and when quenched 
from this temp, the carbide structure disappears provided the proportion of 
chromium is high enough. Chromium steels with the double carbide structure are 
very liable to fracture ; those of pearlitic structure are said to be best adapted for 
commercial use. J. 0. Arnold said that chromium does not form a true steel with 
100 per cent, pearlite. X-radiograms show that for each of the chromium carbides 
VOL. XIII. 2 q 
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substitution of iron for chromium may to some extent take place. In the cubic 
form the chromium may be replaced by iron up to about 25 per cent.: in the trigonal 
carbide the iron-content may rise to 55 per cent., but in the rhombic carbide only a 
few per cent, of chromium can be replaced by iron. No definite double carbide, the 
presence of which would necessitate the presence of both iron and chromium atoms, 
is found. The solubility of the carbide in austenite is reduced as the chromium is in¬ 
creased, and the cementite line consists of two distinct portions corresponding to the 
solubility of different types of carbide. With 3 per cent, chromium, for example, 
the lower portion of the curve represents the solubility of the trigonal carbide, and 
the higher temp, region the solubility of cementite. With 15 per cent, of chromium 
the lower temp, portion gives the solubility in they-phase of the cubic carbide, and 
at higher temp, of the trigonal one. 

According to A. Westgreii and co-workers, A. von Vegesack's observations 
show that it is probable that along the trigonal carbide and y-metal eutectic, and 
along the trigonal carbide and a-metal eutectic, the temp, rises continuously with 
an increasing percentage of chromium. This means that the points re])resenl irig 
the liquid in equilibrium with the cubic and trigonal carbides and a-metal, or with 
trigonal carbide and a- and y-metals, are both situated outside the respective 
triangles of the ternary system. The liqiiidus surface of cementite falls with an 
increasing percentage of chromium. The point of intersection of the liquidus 
surfaces of cementite, trigonal carbide, and y-metal form a minimum point in the 
homogeneity range of the liquid phase. The evidence indicates that with a fairly 
low content of chromium, cementite is stable towards graphite so that the liquidus 
surface of cementite should intersect that of graphite. If the liquidus surface of 
cementite sinks with an increasing proportion of chromium, then that of graphite 
must necessarily decline still more rapidly. This indicates that chromium car)>ide 
mols. are present in the liquid {)Iiase. All three chromium carbides may separate 
from austenite on annealing. The homogeneity range of austenite is limited by 
four surfaces, three of 'which correspond with carbides, and one with the a-j)hase. 
E. C. Bain, and B. Kalling and G. Bagels have shown that the stability of austenite 
towards the a-phase rises with the carbon-content. It is nmiarkable that the 
cubic carbide can be in equilibrium wuth austenite at these low temp. The chromium- 
content of the metal phase, being in equilibrium with both trigonal and cubic 
carbides, is reduced to loss than half its value at the monieiit of solidification. The 
maximum iron-content of the cubic carbide, however, seems to increase. As the 
chromium-content is raised the area of they-iron phase is gradually reduced and 
finally disapjiears : the eulectic occurs at a lower carbon-content than in iron- 
carbon alloys, for example, at about 3*7 per cent, with 15 per cent, of chromium. 

In annealed chromium steels containing only 1 or 2 per cent, of chromium, the 
only carbide found is cementite, the iron of w^hich is partially replaced by chromium. 
The difference of distribution of the carbide in such steels appears to be due not to 
any definite difference of composition, but to something of the nature of segregation. 
The carbide m stainless steel is the cubic carbide sat. with iron. In a steel, used 
for dies, containing about 1 per cent, of nickel, 11 per cent, of chromium, and 
2 })er cent, of carbon, the trigonal carbide occurs, rather more than half of the 
chromium of which is replaced by iron. K, Hilgenstock discussed the 
desulphurizing action of chromium on steel; R. J. Anderson, 0. Bauer and 
K. Sipp, F. B. Coyle, A. B. Everest, C. D. Foulkc, 1). Hanson, J. R. Houston, 
A. Labo, E. Piwowarsky and co-workers, H. J. Schuth, E. K. Smith and H. C. Aufder- 
haar, L. Thiery, and M. Waehlert, the action of chromium on cast iron, etc.; and 
H. Styri, the heat-treatment of chromium steels. 

B. Schoemnaker, and K. Honda and T. Murakami discussed the structure of 
chromium steels ; W. Riede, and A. Phillips and R. W. Baker, the effect of chromium 
on the grain-growtli; and G. 1). Preston, A. E. van Arkel and W. G. Burgers, 
A. Westgren, and Z. Nishiyama, the X-radiograms. The lattice parameter, a ; 
the sp. gr.; and the elastic modulus, E kgrms. per sq. cm., at 15*1° to 20-5®, are: 
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Cr .1-85 3-49 6-34 7-22 8 04 11 07 13-23 per cent. 

a , . 2-865 2-869 2-869 2-871 2-872 2-871 2-873 A. 

Sp.gr. . 7-8346 7-7980 7-7722 7-7474 7-7614 7-7419 7-7261 

ExUr^ . 2-137 2-163 2-187 2-216 2-162 2-212 2-253 

A. Westgren nhowed that the lattice dimensionfi of iron-chromium alloys vary 
continuously with the composition: 

Chromium . 0 8-3 19-3 32-1 51-6 72-6 80-3 100-0 poi ( cnt. 

a , . . 2-861 2-863 2-866 2-868 2-871 2-874 2-876 2-87S A. 

Analogous observations were made with the cubic and trigonal carbides in which 
part of the chromium was replaced by iron. E. C. Bain discussed the X-radiograms ; 
and R. Blix, the X-radiograms of ferro-chromium associated with nitrogen. 
According to R. A. Hadfield, the sp. gr. of chromium steels is as follows : 

C . 0-07 0-14 0-77 0-77 1-27 2-12 4-00 5-00 6-00 6-47 per cent. 

Cr . 0-22 0-57 1-51 6-19 11-13 16-74 8-30 28-00 44-00 66-00 „ 

8p.gr. 7-777 7-759 7-740 7-712 7-675 7-595 7-597 6-954 6-814 7-000 

F. Stablein said that the sp. gr. of iron-chromium alloys decreases by ()-0()33 for 
every 1 per cent, of chromium. J. H. G. Monypenny gave for a steel—0-3 C ; 
12-6 Cr—annealed at 950^^, 7-731, which became 7-738 on tempering at 700° ; for 
samples fully hardened and tempered : mild steel, 7-8G9; 0-3 C, lO-G (V, 7-751 ; 
0-3 C, 12-G Cr, 7-738 ; 0-08 C, 12-3 Cr, 7-779 ; 0-08 C, 15-4 Cr, 7-722 ; and 0-1 V and 
20-4 Cr, 7-683. i\ Benedicks and co-workers also measured the sp. vol. of stainless 
steels. The subject was discussed by J. 0. Arnold, B. Sinimersbach, 11. A. Dickie, 
and J. H. Andrew and co-work(‘rs. 

K. Ruf measured the sp. gr. of alloys of iron and chromium. W. Brown found 
the sp. gr. and sp. vol. of steels with 0-90 per cent, of carbon and 2-00 per cent, 
chromium are respectively 7-7G11 and 0-12885 ; with 0-43 per cent, of carbon and 
3-25 per cent, of chromium, respectively 7-7653 and 0-12878 ; and with 1*09 per 
cent, carbon and 9*50 percent, chromium, respectively 7-7032 and 0-12982; so that 
with up to 3-3 per cent, of chromium, the sp. vol. can be represented by 0*1269 
-j-0-00034 Cr, where Cr denotes the percentage of chromium, and higher proj)ortions 
- up to 9*5 per cent.—have no further effect on the sp. vol. H. Rowsing and 
J. Sissener noted the changes in vol. which occur during the heat-treatment of 
cliromium steels. 

According to R. A. Hadfield, annealed steels or unaiinealed steels with 0-39 
per cent, of carbon and up to 3 per cent, of chromium, are easily filed ; with increasing 
proportions of chromium, the samples become harder and annealing makes verv 
little difference to this property. With over 9-18 per cent, of chromium and 0*71 
per cent, of carbon, tlie steel is very hard and can scarcely be touched with a file. 
The relative hardness of steels l>y the sclerometer test was found to he: 


c 

0-16 

0 12 

0-27 

0-39 

0-77 

0-86 

0-71 i)er cent 

8i 

007 

008 

012 

0-14 

0-50 

0*31 

0*36 

Mn . 

0*18 

0-18 

0-21 

0-25 

0-61 

0-29 

0-25 

Cr . 

0-29 

0-84 

1-18 

2-54 

519 

6*89 

918 

Hardness . 

22 

21 

24 

24 

55 

38 

43 


when that of lead is 1 ; copper, 8 ; the softest iron, 15 ; and very hard white iron, 72. 
M. Brustlein, and J. B. J. D. Boussingault also stated that chromium steel with a 
very low proportion of carbon does not harden when water-quenched ; and 
G. Rolland observed that chromium does not take the place of carbon in hardening 
steel. G. Tammann and V. Caglioti studied the recovery of hardness after cold- 
work. R. A. Hadfield's results are taken to show that chromium in its effect on 
iron, in the absence of carbon cannot be regarded as a hardening agent; but if not 
less than 0-35 per cent, of carbon he present, quick cooling is followed by a consider¬ 
able hardening; and this under conditions where in the absence of carbon the 
alloy would not have been hardened. He also showed that if sufficient carbon be 
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present, chromium makes the steel self-hardening. W. Giesen found that the 
hardness of steels with 0*5 per cent, of carbon and 0 to 8 per cent, of chromium, or 
0*95 per cent, carbon and 0 to 5 per cent, chromium, increases with the chromium- 
content, and is entirely independent of the carbon-content; steels with 8 to 18 
per cent, of chromium, and 0*3 per cent, of carbon, or 5 to 12 per cent, of chromium, 
and 0-95 per cent, of carbon, are extremely hard. Chromium steels with the 
martensitic or troostitic structure are exceedingly hard. The hardness of chromium 
steels was discussed by E. C. Bain, A. Campion, H. A. Dickie, J. W. Donaldson, 
(’. A. Edwards and co-workers, V. Fedoroff and N. Trofimotf, L. Grenet, L. Quillet, 
M. Hamasiimi, 1). Hanson, H. Jiingbluth, T. Kase, A. Kussmannand B. Scharnoff, 

J. H. G. Monypenny, T. Murakami and Y. Fujii, H. O’Neill, E. Piwowarsky, 
A. M. Portevin, H. Redenz, M. Rudolph, L. R. Seidell and G. J. Horvitz, 

K. Taniguchi, and 0. Smalley. W. H. Hatfield’s results are indicated in Table 
LXIX. C. R. Austin measured the effect of annealing at different temp, with 
steels containing approximately 0*35 per cent, of carbon, and found Brinell's 


hardness to be: 

Cr 

1-95 

4*02 

618 

8-08 

10-39 

12-08 per cent. 


805° . 

. 205 

180 

200 

175 

185 

185 

Temp. 

850° . 

. 195 

137 

160 

174 

190 

190 

900° . 

140 

163 

170 

177 

200 

192 


[Oil . 

. 045 

512 

286 

266 

248 

270 

where the 

samples 

in the last line were 

quenched 

in oil from 960° 

Similarly, with 

samj>les of steel containing nearly 1*0 per cent, of carbon 



Cr 


209 

3-92 

507 

0-16 

8-12 

10-42 per cent. 


805° . 

. 207 

255 

210 

223 

223 

153 

Temp. 

850° . 

202 

225 

202 

210 

207 

143 

900° . 

. 209 

321 

228 

202 

190 

140 


[Oil . 

. 418 

350 

340 

350 

241 

2455 


where the last two samples in the last line were quenched in oil from 1200^-1300°, 
the others, from 960°. Steels with the martensitic structure are hard, the hardness 
is scarcely affected by tempering at 500°, and the martensitic structure persists, 
tempering at 500° to 600° softens the steel corresponding with the breaking up of 
the martensitic structure and the appearance of carbide. This is more pronounced 
by tempering at 700°-750° when the carbide granules are larger. Annealing at 
higher temp, results in an increase in the hardness corresponding with the 
re-solution of the carbides. C, A. Edwards and co-workers studied the relation 
between Brinell’s hardness and the velocity of cooling from the initial temp, 
indicated in the diagram ; and the hardnesvs of the steels cooled from different 
initial temp, in air—Table LXIX for some data on the hardness of these steels. 

F. Robin studied the acoustic properties of chromium steels ; and D. S. Muzzey, 
the longitudinal vibrations of magnetized cylinders. The mechanical properties of 
chromium steels were measured by W. Aichholzer, J. H. Andrew, C. 0. Burgess, 
A. L. Colby, J. H. Critchett, H. J. French, H. J. French and H. K. Herschmann, 
J. P. Gill, E. Greulich, L. Guillet and co-workers, R. A. Hadheld, R. Hall, 

G. A. Hankins and co-workers, E. L. Henderson, V. 0. Homerberg and I. N. Za- 
varine, E. Houdremont and co-workers, A. Hultgren, J. A. Jones, E. Kothny, 
F. C. McGrail, P. G. McVetty and N. L. Mochel, A. McWilliam and E. J. Barnes, 
P. Marsich, N. N. Menshih, F. W. Meyer, K. H. Muller and E. Piwowarsky, 
I. Obinata, W. Oertel and K. Wiirth, C. W. Pfannenschmidt, F. Rapatz, 

H. Redenz, M. Schmidt and 0. Jungwirth, B. Stoughton and W. E. Harvey, 
and E. C. Wright and P. F. Mumma. F. L. Coonan, and L. Guillet said that with 
pearl it ic steels, the tensile strength and elastic limit are higher, the higher the 
proportion of chromium, without, however, differing greatly from those of 
ordinary steels with the .same proportion of carbon. The brittleness is increased 
a little. The martensitic steels are said to have the same qualities as nickel 
and manganese steels, but have less brittleness. The mixed martensitic and 
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carbide steels also resemble the manganese steels; while the double carbide steels 
have a somewhat low tensile strength and elastic limit, and they have high 
contractions and medium elongations. Z. Nishiyama’s measurements of the elastic 
modulus are indicated above. The observations of C. R. Austin are summarized 
in Table LXIX. The tensile strength of steel with 1*96 per cent, of chromium, 
not tempered, was 44*0, and after temj>ering an hour at 610'', it was 74*4, and the 

Table LXIX. —The Mechai^ical Pbopekties of Chromium Steels. 


Percentage composition Annealed 805® Annealed 850° j Annealed 900° 


Cr 

C 

Si 

Mn 

Yield 

{point 

(tons 

1 

»<!■ 

1 in.) 

Tensile 

strength 

(tons 

per 

sq. In.) 

Yield 
£longa-| point 
tion (tOHB 
(per ; IM F 
cent.) 1 rtq. 

, in.) 

1 

Tensile 

strength 

(tons 

per 

sq. In.) 

Elonga¬ 

tion 

(l>er 

cent.) 

Yield 

point 

(tons 

per 

sq 

in.) 

Tensile 

strength 

(tons 

per 

sq. in.) 

Elonga¬ 

tion 

(per 

cent.) 

1*96 

0*33 

0{)5 

0*13 

1 

46*8 

26(> 

.5 

45*2 

26*15 

18 

34H 

23*4 

4-02 

0*30 

0*15 

0*17 

'(2«) 

32*0 

28*8 

15 

32*1 

35*1 

19 

38*8 

25*8 

618 

0*37 

0*32 

0*23 

i 38 

43*9 

25*0 

16 

36*6 

34*2 

21 

40*2 

25*0 

8*08 

0*43 

0*43 

0*25 

36 

40*8 

29*7 

21 

39*4 

32*0 

20 

43*8 

23*4 

10-39 

0*37 

()*.50 

! 0*19 


41 2 

31*2 

20 

42*7 

27*3 

1 24 

42*6 

25*8 

12*08 

0*38 

0*58 

0*24 

1 22 

440 

32-8 

21 

42*4 1 

29*7 

20 

43*6 

23*4 

209 

1*00 

! 017 

0*29 

1 26 

44*8 

26*5 

29 

45*3 1 

31*2 

30 

60*5 

9*35 

3-92 

1*09 

i 0*27 

0*18 

25 

56*4 

20*3 

24 

52*2 

19*5 

42 

58*9 

3*1 

5*07 

1*07 

0*19 

: 0*21 

1 26 

47*2 

25*8 

24 

43*5 

30*5 

26 

52*7 

18*7 

6-10 

0-97 

1 0*31 

' 0*14 

27 

49*6 

32*6 

24 

47*1 

26*5 

24 

44*4 

26*5 

812 

1*02 

! 0*37 

0*10 

1 34 

53*2 

180 

24 

47*1 1 

23*4 

24 

43*4 

25*0 

10*42 

M4 

! 0*46 

1 

0*07 

{21 

34*8 

34*4 

16 

1 

33*3 

32*0 

18 

32*3 

28*9 


elongation 11*0 per cent. The tensile strength of the 4*02 per cent, chromium 
steel, not tem]iered, was 78*0, and after tempering an hour at 610", 56*3, and the 
elongation was 18*7'per cent. The tensile strengths and percentage elongations of 
the steel, tempered at 500^ and 650", with 6-18 per cent, of chromium, were 
respectively 60*4 and 17*2 ; with 8*08 per cent. Cr, 59*2 and 18*0 ; with 10*39 ]>er 
cent. Cr, 56*4 and 17*2 ; and with 12*08 per cent. Cr, 60*1 and 18*7. Again, the 
tensile strength of the steel with 2*09 per cent. (V, tempered at 500" and 650", 
was 85*7 ; the tensile strength and elongation of the steel with 3*92 per cent, of 
chromium, tempered an hour at 5(KC and 650", were rc^spectively 81*0 and 11*0; 
and likewise for the steel with 5*07 per cent, of chromium, respectively 75*8 and 
12*5. The tensile strength of the steel with 6*16 per cent, of chromium, tempered 
an hour at 5(X)" and 650", was 49*0, and when tempered an hour at 650", 59*0. 
The test-pieces broke in the slumlder in the cases where the elongations are not 
stated. The mechanical properties were discussed by H. H. Abram, L. Aitchison, 
P. A. E. Armstrong, 0. R. Austin, H. W. Baker and A. H. (xibson, P. Blum, 
C. B. Callomon, F. B. Coyle, H. C. Ooss, H. A. Dickie, J. W. Donaldson, 
P. Eyermann, H. J. French, G. Gabriel, F. L. Garrison, N. J. Gebert, tf. P. Gill, 
R. C*. Good, W. Guertler, A. Hultgren, W. H. Hatfield, W. Haufe, J. E. Hurst, 
T. F. Jennings, J. A. Jones, W. Kahlbaum and co-workers B* Kjerrman, 
J. H. Kiister and C. Pfannensi hmidt, C. B. Lord, T. D. Lynch and co-workers, 
R. S. MaePherran, P. G. McVt tty and N. L. Mochel, Y. Matsunaga, T. Matu^hita, 
J. H. G. Monypenny, H. Moore, R. R. Moore, 1, Musatti and (i. Calbiani, 
J. B. Nealey, A. L. Norbury, O. K. Parmitcr, A. R. Page and J. H. i*ar1 ridge, 
A. Phillips and R. W. Baker, F. Rapatz and H. Pollack, W. Riedc, A. Rys, K. Sasa- 
kawa, A. Schulze, F. W. Shipley, E. K. Smith and H. (\ Aufderh.iar, T. Swinden and 
P. H. Johnson, and W. Zieler. .1. H. G. Monypenny obtained the results indii ated 
in Table LXX for the effects of tempering and annealijig on steel- 1 with 0*07 per 
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cent. C, 0 08 Si, 0*12 Mu, 0*57 Ni, and 11*7 Cr. The results correspond with the 
effects on the hardness indicated above. 


Table LXX.—The Effect of Annealing 1'emperatubes on the Mechanical 
Pbopkrtiks of Chromium Steels. 


Treatment 

Yield- 
point 
(tons per 
sq. in.) 

Maximum 
stress 
(tons per 
sq. in ) 

Elongation 
(j)or cent.) 

Reduction 

area 

(per cent.) 

Brineli’s 

hardness 

Izod 
impact 
(ft.-Jbs) 


rO.H. 


_ 

73-2 

13*5 

41*9 

340 

28 


W.H. 200" 



730 

120 

380 

340 

34 


W.H. 300"^ 


— 

72-4 

12*5 

36*4 

332 

38 


W.H. 400® 



72 3 

15-5 

510 

332 

38 

iJ 

W.H. 500‘ 


58-8 

72*4 

18*0 

62-2 

340 

36 


W.H. 600" 


380 

491 

22*0 

62*4 

241 

65 


W.H, 700' 


30*6 1 

40-4 

26-5 

65*8 

196 

79 


W.H, 750" 


27*9 ! 

36-4 

31*0 

68*8 

179 

87 


AV.H. 8(M)® 

* 

330 1 

53-6 

13-5 

44-6 

255 

40 


;W.H. 050" 


380 1 

61-9 1 

70 

13-4 

302 1 

7 

ll| 

'W.H. 700" 


40-8 ' 

59-7 i 

10*0 

18-3 1 

386 

8 


*W.H. 750" 

1 

1 

! 33-6 ; 

58-9 ! 

100 

18-3 

! 281 ' 

8 


(A.H. 950°; 

W.H. 700° 1 

260 ' 

36-8 j 

34 0 

C2-C 

— 

69 

III 

A.H. 1000°; 

W.H. 700® 

320 1 

44-2 1 

23 0 

53-4 ! 

1 

55 

1 

|O.H. 1000°; 

W.H. 700° j 

340 ; 

45-4 j 

240 

00-4 

— 1 

75 


i 


The symbols O.H. and W.H. refer respectively to oil- and water-hardening. The 
results show that up to 500"", tlie tensile stren^^h is not affected by tempering, but 
the ductility (elongation and reduction in area) and toughness (impact test) are 
improved; between 500° and 600°, the tensile strength falls rapidly, while the 
ductility and toughness increase in value ; at 600° to 750°, these results are more 
accentuated ; between 750° and 800°, corresponding with the dissolution of the 
carbides, the steel shows evidence of hardening. By increasing the proportion of 
carbon, the tensile strength gradually rises, while the ductility and toughness become 
less ; when the proportion rises to 0-3 per cent., the steel becomes hypercutectoidal, 
and gives high values for BrinelTs hardne.ss. These steels cannot be softened by 
tempering below a tensile strength of 50 to 55 tons per sq. in. With still higher pro¬ 
portions of car})on, the materials contain large proportions of free carbide. The series 
for steel-II refer to a high-carbon chromium steel : 1-42 C, 0*12 Si, 0-35 Mn, 0*44 
Ni, and 13*1 (h*. The results for a high-chromium steeMII refer to a steel with 
017 (', 0*26 Si, 0-18 Mn, and 15*9 Cr. As the proportion of chromium increases, 
a higher quenching temp, is needed to harden the steel, and eventually the possible 
increase in hardness obtainable by quenching from at least 1200° is very small. The 
tensile strength obtainable after hardening and tempering is rather lower than 
with lower-chromium steels, at the same time the ratio of yield-point to maximum 
stre.ss is also lower. 

J. H. G. Monypenny found the modulus of elasticity— i,e. Youngs modulus— 
in tension, expressed in lbs. per sq. in., for a steel with 0-09 0, and 12-0 Or, was 
O O 4296 ; and for a steel with C 0*23 and Cr 12*8,0*04306. H. H. Abram obtained 
values ranging from 0*04296 to 0*04323 for a series of stainless steels with 0*10 to 
0*43 C, and 12*37 to 14*7 (V. The former also gave 0*04125 for tlie modulus of 
elasticity in shear for a steel with 0*25 0, and 12*5 Cr. C. L. (’lark and A. E. White 
studied the effect of temp, on the tensile properties of chromium steel. For the 
effect of hydrogen, see that element. 

Tlie fatigue, that is, the failure of the steel under alternations of tension and 
conqrression over a long j)eriod of time, has been examined by F. H. Moore and 
J. R Korniner^. I). McAdnin, H. .1. Gough and co-workers, etc. The fatigue 
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range for a chromium steel with a tensile strength of 43*5 tons per sq. in., was 
±21 tons per sq. in. for a hundred million cycles of stress ; and it behaves witji 
respect to fatigue like other ferrous metals. D. J. McAdam made corrosion-fatigue 
and fatigue tests of stainless steel, as well as some stfvtic, mechanical tests. The 
endurance tests were made with cycles running 1450 revs, per min.-- vide the 
corrosion of iron. The corrosion was effected by fresh carbonate water, and by 
salt-water, river-water with about one-third the saline contents of sea-water. 
The results were: 


Chromium . 

. 11*54 

12*20 

13*35 

15*09 per cent. 

Nickel .... 

0*08 

0*18 

0*08 

0*15 

Silicon 

0*09 

0*23 

0*22 

0*10 

Carbon 

0*33 

0*08 

0*13 

0*09 

Copper.... 

. 0*84 

0*13 

0*45 

0*01 

Tensile strength 

. 97,600 

61,500 

91,200 

102,700 lbs. pel sq. in. 

Elongation . 

27*7 

41*0 

26 3 

27*7 per cent, in 2 ins. 

Reduction of area . 

. 59*5 

67*5 

63*5 

59*0 

Fatigue 

. 52,000 

39,000 

59,000 

— lbs. jx'r sq. in. 

Corro8ion-fatigue|g^®^* 

. 36,000 

30,000 

40,000 

13,000 

33,000 


J. H. S. Dickenson showed that at temp, exceeding 5(X)‘', ordinary steels and 
alloy steels of various types stretch by plastic flow, and finally break with much 
smaller loads than the values for the tensile strength obtained at the same temp. 
Hence, a steel with, say, a tensile strength of 20 tons persq. in. at 650°, would stretch 
continuously and finally break at a far less load if given sufficient time. For a 0-30 
per cent, carbon steel, and a 0*26 (\ 14*68 Cr steel, he found that the maximum 
stress in tons per sq. in., and the percentage reduction of area, at different temp., 
are as follow: 



14® 

100® 

400* 

500® 

600® 

700" 

8fK)® 

1000® 

r„ V, ( 0*3 C 

Jenacity 

43*2 

40*4 

40*8 

27*6 

20*8 

12*6 

7*2 

4*0 

54*0 

49*9 

44*4 

38*0 

27*6 

17*4 

8*8 

6*1 


64*8 

59*2 

67*8 

79*4 

86*1 

92*8 

99-0 

99*8 

57*0 

54*6 

62*2 

64*4 

70*7 

84*1 

91*4 

91*4 


The periods required for the same materials to break down at different temp, while 
under a load of 8*5 tons per sq. in:, were : 

500^-550® 550®-600® f)(H)'-6:>()® 700" 775® 

0-3 C . . . 3400 hrs. 956 hrs. 28 hrs. 3 luiius. 6 secs. 

14*68 Or . 10,000 hrs. 1728 hrs. 70 hrs, 3 mins. 6 sees. 

W. H. Hatfield also made some observations on this subject. With ordinary carbon 
steels, there is a range of brittleness, called blue brittleness —vUie supra, tensile 
strength— roughly between 300° and 5(X)\ It is indicated by means of the notched- 
bar impact test. F. Robin observed that variations in the resistance of pearlitic 
chromium steels to crushing are similar to those of martensitic steels generally (q.v.). 
The resistance increases rapidly in liquid air, and it diminishes thereafter at rising 
temp,, but not uniformly. Al)ove 500°, the resistance diminishes more rapidly, 
and attains a high value at 11(K)°. The high-speed tool steels- ride Infra—are 
the only steels at these temp, which show an even higher resistance. .Vccording 
to J. H. G. Monypenny, various nickel alloy steels show a maximum brittleness 
about 600°, and a minimum about 700° ; beyond that tenij)., the bars bend but do 
not break. The chromium steels have fairly uniform impact values with rise of 
temp., and show no range of blue brittleness. The effect of the initial temp, on 
the physical properties of the alloy was discussed by J. H. Andrew and co-workers, 
and C. L. Clark and A. E. White ; and the effect of annealing, by C. R. Callomon -- 
Vide the physical properties of iron. 

According to J. H. G. Monypenny, stainless steel is rather more difficult to cold- 
wurk than is the case wkli ordinary .steel : but it can be drawn into wire, rolled into 
sheets or .strips, made into weldless drawn tubes, and jm'ssed or .stamped into 
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various shapes. All this, however, provided the steel be more frequently softened 
between the successive stages of the mechanical working. Thus, the maximum 
stress in tons per sq. in., M.S.; and the reverse binding test, R.B., were found, for 
the hard-drawing of steel with 0-07 C, and 11-7 Cr, to be : 


Diameter. 


0111 

0-0804 

0-0706 

0-0568 

0-0465 

As drawn 


. 68 

6 

78 

6 

89 

6 

114 

4 

103 

13 

Tempered t M.S. 


• . 59-6 

64-5 

61 

67 

61 

500® iR.B. 


. 6 

7-6 

9 

11-5 

22 

Tempered 1 M.S. 


. 46 

50 

49 

50-5 

46 

600® IB^. 


8 

16-5 

18 

20 

30 

Tempered! M.S. 


. 36 

39-5 

38 

40-5 

39 

700® IB.B. 


. 9 

15 

18 

27 

11 


S. H. Rees obtained the results given in Table LXXI, with stainless iron with 0*12 C 
and 12*0 Cr, and stainless steel with 0*40 C and 13 0 Cr. The indicated temp, 
refer to the temp, of annealing for one hour. The annealing of the iron at 300°-375°, 
and of the steel at 375°-450®, results in a marked improvement in the elastic 
properties of the cold-drawn rods. R. A. Hadfield observed that at —182°, the 
results are normal. 


Table LXXI.— Effect op Annealing on the Properties of Cold-drawn 
Bods of Chromium Iron, and Chromium Steel. 



Tensile 

Compression 

Treatment 

Elastic 

Yield-point 

Mav load 

Klongat Ion 
(per cent.) 

Reduction 

Elastic 
limit (tons 

Yield-point 


limit (tons 

(tons pt r 

(tons iM*r 

of area 

(tons per 


persq.ln ) 

sq. in ) 

sq in ) 

(per cent.) 

persq.in ) 

sq in ) 


f Cold-drawn 

7 

32-0 

37-2 

28-5 

70 

9 

28-0 


100® 

8 

32-0 

37-2 

28 0 

70 

9 

28-0 


200° 

14 

32-6 

37-6 

27-0 

70 

12 

27-0 

Iron J 

300° 

22 

33-0 

380 

24-0 

69 

18 

30-0 


376° 

22 

26-0* 

34-0 

320 

73 

20 

260 


450° 

19 

26-0 

34-0 

32-0 

72 

19 

26-0 


[650® 

18 

20-0 

32-8 

37-0 

74 

16 

21-0 


r Cold-drawn 

9 1 

39-0 

60-8 1 

1 210 

* 60 1 

1 7 i 

i 350 


100® 

10 1 

39-0 

50-8 

1 21-0 

1 62 

10 

34-0 


200® 

17 

40-0 

, 61-2 

! 19-0 

1 60 

17 

36-0 


300° 

24 

43-0 

1 50-8 

20-0 

52 

22 

37-0 

Steel- 

375® 

29 

40-0 

1 60-4 

210 

62 

26 

35-5 


450® 

28 

390 

1 60-4 

22-0 

1 63 

26 

36-0 


660® 

26 

36-0 

1 49-2 

22-0 

65 

26 

33-6 


660® 

24 , 

32-0 

38-4 

26-0 

1 

23 

32-6 


1780® 

24 

310 

47-6 

1 

26-0 

1 

25 1 

1 

31*6 


The mechanical properties of stainless steel were discussed by E. Piwowarsky, 
P. Oberhoffer and E. Piwowarsky, R. S. Poister, T. L. Robinson, T. Matushita, 
J. Galibourg, A. Abraham, C. E. MacQuigg, and H. J. French ; the elfect of silicon 
on the mechanical properties of stainless steel were discussed by E. Kothny, 
H. H. Abram, and J. H. G. Monypenny; of nickel, by J. H. G. Monypenny, and 
B. Strauss and E. Maurer ; of manganese, by L. Guillet, and J. H. G. Monypenny ; 
of copper, by J. H. G. Monypenny, and L. Grenet; and of vanadium, by F. Rogers. 

K. Ruf measured the thermal expansion of iron-chromium alloys between 0° 
and 250°. An anomalous expansion with iron occurs between 950° and 870° ; 
with a 6 per cent, chromium alloy, between 830° and 770°; and with a 12 per 
cent, chromium alloy, between 845° and 810°; whilst no anomaly occurs with 
alloys having over 13 per cent, chromium. F. Stablein found that the mean coeff. 
of thermal expansion decreases with an increase of chromium. J. A. N. Friend 
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and R. H. Vallanoe found three samples of stainless steel had coeff. of thermal 
expansion between 0*04110 and 0*04117 at temp, between 10° and 100°. Observa¬ 
tions were made by A. M. Portevin and P. Chovenard, H. Jiingbluth, P. Hidnert, 
P. Hidnert and W. T. Sweeney, J. B. Austin and R. H. H. Pierce, and 
H. J. French. W. H. Souder and P. Hidnert found the coeff. of thermal 
expansion of chromium steel—with C, 0*30 per cent. ; Si, 0*11 ; Mn, 0*1S ; and 
Or, 13*1—on hardened samples, and samples tempered at 760°. The average 
values respectively for hardened and tempered steels are 0*0509 and 0*04103 
between 20° and 1(X)°; 0*0508 and 0*04107 between 20° and 200° ; O O 599 and 
0*04122 between 200° and 400° ; O O 4 I 38 and 0*04133 between 400° and 600° ; 
0*04134 and 0*04136 between 600° and 800° ; and 0*04122 and 0*04121 between 
20° and 600°. B. Kjerrman, T. Matushita, and P. G. McVetty and N. L. Mochel 
made some observations on this subject. F. Stablein found that the presence of 
chromium rapidly reduces the heat conductivity of iron, and alloys with 5 to 13 per 
cent, of chromium have only half the heat conductivity of iron. T. Matushita 
found the heat conductivity, of samples slowly cooled from 900°, and, Ato, of 
samples rapidly cooled from 1100°, to be: 


Cr 

ki 


0 

0100 

0*098 


0-5 

0099 

0089 


2*0 

0095 

0*087 


5*0 

0073 

0044 


100 

0062 


13 

0*033 


20 per cent. 
0*043 
0*043 


W. H. Hatfield found the thermal conductivity of stainless steel to be less than 
that of ordinary mild steel; the value for stainless or chromium steel is A:“0*0363 
to 0*0466 cal. per cm. per sec. per degree, when the value for iron is 0*1450, and 
for mild steel 0*1436 at 18°, and 0*1420 at 100°. The rate of heating of chromium 
or stainless steel is nearly the same as that of ordinary steel, so that if the rate of 
heating depends on the diffusivity, where the diffusivity — A'/^JO—w^here s denotes 
the sp. ht., and D the sp. gr.- -the conductivity k must increase with tern])., or the 
product sD must decrease with temp, sufficient to satisfy observations. W. Brown 
found that the presence of chromium has little influence on the sp. ht., for with the 
percentage proportions of C and Cr- 0*90 : 2*00, the sp. ht. was 0*1202 ; with 
0*43 : 3*25, 0*1169 ; and with 1 09 : 9*50, 0*1206. F. Wiist and co-workers repre¬ 
sented the mean sp. ht. by 0*10233+0*00003347^, 
and the true sp. ht. at ^° by 0*10233 
+0*00006694d for temp, between 0° and 15(X)°. 

W. H. Hatfield gave 0*115 to 0*121 for the sp. 
ht. of chromium or stainless steel at ordinary 
temp. F. Osmond found that 44 per cent, 
ferrochromium ran a little at the point of con¬ 
tact with an iron area at 1355°, but the fusion 
was quite local, the sample melted at about 
1430°; 66 per cent, ferrochromium liquated at 
1440° into a fusible and a refractory part wdiich 
did not melt at 1475°; while 90 per cent, 
ferrochromium did not melt at 1485°. The f.p. 
curve is indicated in Figs. 445 and 446. A. Lud- 
gren noticed that there is a particularly strong 
evolution of heat during the annealing of 
hardened chromium steel, when the steel had previously been converted into 
austenite by quenching from a high temp. ; if the structure is martensitic, no 
development of heat is perceptible because the breaking up of the martensitic 
structure proceeds so slowly. W. W. Coblentz and R. Stair measured the reflect¬ 
ing power of stainless steel; and H. Pincass, the spectrum of the Fe-Cr catalyst. 

K. Ruf’s values for the sp. resistance in ohms per sq, mm. per metre arc shown 
in Fig. 448. J. Hopkinson found that the electrical resistance is lowered by 
annealing. The following values were obtained for the sp. resistance ; 



1000 '' 


Fig. 448.—^The Specific Resistance 
of Fe-Cr Alloys. 
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0*16 per cent. 

0*27 

0-77 

071 


(T 

0-29 per cent. 
M8 
519 
918 


Hard-dTftwu 

00,2234 

()-042012 

0042315 


Anne&led Hardened In water 
OOilOn 0*041903 

0*0,3305 0*0,5706 

OO 42234 0*0,4062 

0*0,2401 00,2«43 


F. Stablein found the sp. resistance of the iron-chromium alloys increases linearly 
up to 2 per cent, chromium, and then increases less rapidly. A. M. Porteviii gave 
5*4 microhms per cm. cube for the increase in the resistance of iron produced by 
1 per cent, of chromium ; and he found that, at 15° to 20°, for samples witli about 
0*2 per cent, of carbon, the electrical resistance B microhms per cm. cube for 
chromium steel before and after hardening by quenching from 980° in water; 


Cr . . 1*20 4*50 10 14 14-52 22-00 31-75 

^.iBefore . 16-3 33-2 49-7 62-9 56-0 63-7 

^U4fter . 180 35-0 50-8 69-7 57*7 66-3 


Similarly with steels containing about 0*8 per cent, of carbon : 

Cr . . 0-62 2-14 7-28 13-94 26-54 40-03 

Before . 23-1 27-8 39*6 6.>-4 67-1 71-5 

1 After . 43-5 54-0 62-2 72-5 68 4 73-5 


C. Benedicks’ formula was found to be applicable for steels with up to 2*67 per 
cent, of chromium. T. Spooner, F. K. Fischer, 0. Boiidouard, M. A. Hunter and 
A. Jones, T. Murakami, H. A. Dickie, W. F. Barrett and co-workers, and 
T. F. Russell made observations on this subject. C. A. Edwards and A. L. Norliury 
observed that there is a gradual increase in resistance by quenching from gradually 
increasing temp, above the Aci-point, and this increase takes place in the range 
over w^hich the carbide of the pearlite gradually dissolves. The fully tempered 
stainless steel has a resistance of about 0*0()(X)50 to 0*000055 ohm per cm. cube, 
and this increases to about 0-00007 ohm when the steel is quenched from temp, 
high enough to dissolve all the carbide. C. Benedicks and R. Sundberg found 
unquenched specimens of stainless steel having practically the same resistance as 
hardened specimens when the carbon is low, this is taken to show that tlie chromium 
is in solid soln.; on raising the proportion of carbon, the resistance is much lowered. 
If SBy microhms per cm. cube, denotes the differences observed between the 
quenched and unquenched samples, and SB' the increase which would occur wuth 
the carbon going into soln., the higher values for SB indicate that much of the 
chromium is precipitated with the carbon in the slowly cooled samples : 


Carbon 

. 0-07 

0-20 

0-28 

0-34 

0-45 

0-47 i>er cent. 

hH . 

. 3-0 

11-8 

16-0 

12-6 

17-4 

16-2 


. 1-9 

5-4 

7-5 

9-1 

12-1 

12-6 


F. K. Fischer found that the electrical resistance ranges from 43 to 53 microhms 
per cm. cube, and the value varies at the rate of 0*60 microhm for each per cent, 
of chromium added. G. Tainmann and V. Caglioti discussed the recovery of the 
resistance after cold-work. A. Kussmann and B. Scharnoff observed no relation 
between coercive force and hardness. 

(t. Taminann said that assuming a chromium atom on the surface can render 
an adjacent iron atom passive to dil. acids, the {101)-face should become pas.sive 
with 0*25th of a mol. of chromium, and the (100)- and (lll)-faces, passive with Jth 
mol. Actually passivation occurs with 0-16 to 0*28 mol. of chroiiuum : this is less 
than the predicted amount. Hence, other factors e.g. the nature of the solvent - 
lire involved. C. Benedicks and R. Sundberg found that the electrode potential, 
By of uiiqueriched steel—with 0-04 to 0-08 per cent, of carbon in neutral 
0*82A’^-FeS04, free from oxygen, rises from - 0*711 to ~ 0*744 volt when 8 per 
cent, of chromium is added, and the potential is sensibly baser than that of iron 
or carbon steel ; the addition of more chroinmm lowers the value of Ey to a 
minimuin with 13 to 14 per cent, of chromium, an<l with more chromium, E rises 
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again. With chromium constant at 13 per cent., E is much lowered when the 
proportion of carbon is raised. With quenched specimens, E rises with increasing 
chromium, but with chromium constant at 13 per cent., E is reduced to —0*55 
volt on increasing the proportion of carbon. If the neutral soln. of 0*82iV*FeS04 
l)e partially oxidized by tlie addition of hydrogen d^jxide, the electrode potential, 
Ej is remarkably constant at 0*31 volt, and this is not affected by carbon or 
chromium over 8 per cent.; in quenched specimens with 0*04 to 0-08 per cent, of 
carbon, E' is reduced to —0‘64 volt with 8-05 per cent, of chromium, and to 0*31 
for higher proportions of chromium. Quenched specimens with 13 per cent, of 
chromium have E' between 0-275 and 0*308 volt. The electrical resistance, sp. 
vol., and the electrode potentials, all indicate an abrupt change near 13 per cent, 
of chromium. This is thought to be due to the gradual fading out of they-region 
with the higher proportions of chromium, as indicated by E. C. Bain. According 
to C. Benedicks and B. Sundberg, a stainless steel with 0*10 per cent, of carbon and 
13 per cent, of chromium, when immersed in A'-KCl, assumes temporarily a higher 
or active potential, and a visible rusting occurs. A photoelectric cell was con¬ 
structed by using two strips of stainless steel immersed in a soln. of ferrous sulphate. 
This cell is sensitive to light. The light causes an increase in the electrode potential 
rendering the steel slightly baser. G. Tammann and E. Sotter found that the 
electrode potential of iron-chromium alloys in 0 ' 1 A^-H 2 S 04 is strongly positive to 
chromium with cathodic polarization, and only slightly so with anodic polarization. 
The end anodic potential is attained in accord with the exponential law, but with 
cathodic polarization the case is more complex, there being apparently three 
distinct periods. Polishing with emery, and heating at 400° decrease the electro¬ 
positiveness of the alloys. The presence or absence of air bubbling through the 
soln. affects the potential but little, but the presence of a reducing agent, such as 
pyrogallol, phosphorus, or quinol, reduces the electropositiveness of cathodically 
polarized iron-chromium alloys to a remarkable extent. E. Newbery, and 
0. Meyer and K. Roesch also studied the potential of chromium steels, and their 
tendency to rust. According to B. Strauss, the potential of iron-chromium alloys 
in A’^-FeS 04 ^^bi. against a 0*1 A-calomel electrode, ranges from —0-6 volt to +0*2 
volt. The former value is the same as that of mild steel, and with low-carbon 
steels, the negative potential was found with 
less than 12 per cent, of chromium ; both values 
with between 13 and 15 per cent, of chromium; 
and the positive potential with over 16 per cent, 
of chromium. With 0-8 per cent, of carbon, 
both values were given with steels having 13 to 
15 per cent, of chromium, and a negative poten¬ 
tial when more carbon was present. Steels with 
20 per cent, of chromium gave a positive 
potential with up to 2 per cent, of carbon, and 
a negative potential with more carbon. E. New¬ 
bery, H. Stager and H. Zschokke, R. Borchers, 

M. de K. Thompson and R. B. Morrissey, 

T. P. Hoar and U. R. Evans, and L. C. Ban¬ 
nister and U. R. Evans studied the electrode 
potentials of these alloys, 

K. Ruf‘s values for the thermoelectric force 
of the alloys against platinum are indicated in Fig, 149. (>]wt‘rvations were also 

made by M. A. Hunter and A. Jones, and P. Nicolau. T. S. Fiilt r found the thermo¬ 
electric force, E millivolts, against copper between 0° and IW alloys of iron and 

Chromium. .10 18 20 23*5 29*5 per cent. 

E . . .1 20 1*04 0-43 8*32 031 

E. ]j. Dupuy and A. M. Portevin inea''Ured the thermoelectric force of ehromiuiu 



Fig. 441).—I'ho Thermoelectric 
Force of Fe-Cr Alloys. 
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steels against copper over a range of temp, fo 100 . The results, 

expressed in millivolts, are indicated in Table LXXII. The blanks mean that the 

samples cracked. 


Table LXXII.— Thermoelectric Force of Chromium Steel Against Copper, 


Per cent. 

UntJ 

1 ed 

Annealed at 100* 

1 Hardened by quenching 
from 1000* 

C 

Cr 

-SO® 

100* 

-80* 

100 

-80* 

100* 

0-06 

1-20 

171 

16-6 

i 

17*63 

16*93 

6*70 

16-4 

008 

1*89 

15 2 

16*6 

16*43 

16*66 

14*50 j 

16-20 

0-28 

2-66 

14-70 

17*10 

16*94 

18*11 

14*60 

21*50 

0*07 

7-84 

8-50 

12*70 

9-76 

14*92 

9*80 1 

13 50 

0*42 

1 9-80 

6-84 

5-82 

12-18 

14*74 

— 

— 

0-14 

' 13*60 

6*15 

8*73 

6-60 

10-56 

6-10 

7*06 

0-24 

25*31 

4*17 

6*28 

6*26 

9*01 

6*23 

5*09 

0-46 

31-75 

5-92 

1 9*55 

4*29 

6*65 

4*99 

7-86 

0-97 

0-92 

9-51 

8-83 

9 74 

8*92 

3*90 

3 64 

0-89 

214 

9-51 

9*00 

10-21 

9*64 

3*52 

4-20 

0-79 

i 4*57 

12*30 

12*90 

12*18 

12*66 

7*10 

6-91 

0-84 

7*27 

10*20 

11*90 

1 11*60 

13*45 

— 

— 

0-62 

9-86 

2-78 

3*63 

11*48 

14-48 

4-98 

3-58 

0*96 

11-52 

9-41 

11*90 

10*40 

13-60 

6-90 

9-70 

0-90 

18-65 

0-81 j 

1*55 

4-99 

7*95 ‘ 

3-25 

4-64 

0‘82 

26-54 

2*90 1 

5*37 

3-30 

5-91 1 

2*00 

4-64 

0-92 

32-46 

4-87 1 

6*28 

6-84 

6-30 1 

4-32 

6-55 


W. Treitschke and G. Tammann observed that all the iron alloys with up to 
80 per cent, chromium are magnetic. J. Hopkinson found that ferrochromium 
with 8 to 28 per cent, chromium is strongly magnetic; with 44 per cent, chromium, 
it is feebly magnetic but is strongly magnetic when in the form of powder ; and 
66 per cent, ferrochromium is feebly magnetic. In general, the magnetism of 
ferrochromium alloys decreases with increasing chromium and carbon. J. Hop¬ 
kinson obtained the results for the magnetic induction, R, per sq. cm., with 
different values for the magnetizing force, from which the following is a selection, 
for steel with 0*71 per cent, of carbon and 9-18 per cent, chromium ; 


Before heating^p ' 

0075 

1-63 

0-30 

6-2 

1*02 4*04 

23*4 93*1 

11-86 

286 

22*78 

603 

33 24 
978 

After heating (H 0*17 

0-07 

0*38 

MO 4*05 

11*72 

22*7 

31*67 

to 850° \B . 1*5 

5-0 

20*2 

86*0 323 

1070 

7680 

11,663 

The induction, R, per sq. cm., for the 

same 

steel after heating to the temp, indicated : 


658° 

040° 

701° 

773° 

839° 

860° 

41 

98 

161 

201 

331 

0 

: m 

645° 

416 

717° 

603 

789° 

1022 

823° 

1462 

841° 

1863 

860° 

0 

Mb : 34^ 

584° 

661° 

735° 

807° 

829° 

860° 

661 

2220 

5489 

6424 

4943 

0 

2706k -■ 832° 

616° 

677° 

746° 

813° 

834° 

860° 

2891 

7790 

8728 

7112 

5375 

0 

R. Abt, H. A. Dickie, R. 

L. Dowdell, F. 

K. Fischer, E. Gundich, W. 

S. Messkin 


and E. 8. Tovpenjez, P. Oberhoffer and O. Emicke, J. H. Partridge, J. Safranek, 
S. Saito, E. H. Schulz and W. Jenge, H. Scott, T. Spooner, J. Wiirschmidt, 

E. A. Watson, C. E. Webb, and L. W, Wild measured the magnetic properties; 
and A. Kussmann and B. Sebarnoff, E. Gerold, H. Scott, and S. Curie measured 
the coercive force, magnetic moments, and remanence of chromium steels. 

F. Stablein found the coercive force of chromium-iron alloys rises to an ill-de6ned 
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maximum with 10 per cent, of chromium, and then falls to a minimum with 
17 per cent, of chromium. W. Brown found for the magnetic moment M per 
gram, and the percentage loss by percussion : 


Cr 

1-76 

1-96 

211 

3-50 

6*79 

9-22 per cent. 

M 

. 38-2 

50-4 

52-5 

41-7 

38-7 

42*2 

Loss 

1*9 

0*5 

2-2 

7*9 

7-0 

1*3 per cent. 


F. K. Fischer found that the magnetic properties of the alloys with 10 to 20 per 
cent, of chromium vary with the proportion of chromium and with the heat- 
treatment. Annealing produces the best magnetic results. The best magnetic 
results were obtained with alloys ranging from 17*5 to 18*7 per cent, of chromium 
- in the region of zero magnetostriction. The effect of quenching on the magnetic 
properties is to reduce the flux density by a large amount and to make practically 
permanent magnetic material out of the ring samples except those in the neigh¬ 
bourhood of zero magnetostriction. Baking the alloys at 500° after annealing was 
harmful to the properties as it reduced the permeability. The magnetic critical 
point varies from about 675° to 750°, the average being about 700°. The best 
alloy obtained was one of 18*7 per cent, chromium. When annealed, this alloy 
has a maximum permeability of about 2000 at approximately 6000 gausses. Its 
hysteresis loss for /?m“5000 is 1770 ergs per c.c. per cycle, or it has about the 
permeability and 4 times the hysteresis loss of Arraco iron. 

A. W. Smith and co-workers found the minimum reluctance— i.e. the reciprocal 
of the maximum permeability—occurs when the proportion of carbon ajiproaches 
0*8 per cent., and a maximum with about 0*5 per cent. R. L. Sanford and 
W. L. (^heney found that the maximum induction of oil-quenched chromium steel 
is 11,200, and the coercive force 53*5. G. Mars investigated the use of chromium 
steel in permanent magnets. His results are indicated in Table LXXIV. 

Table LXXIIL- 7’he Hardness and Maonetization of Chromium Steels. 



(’onjposltlon 

1 

Hardt-niniz ! 

lirinoir** 

Magnetization 



1 

1 1 




(' 

SI 

1 

Mil 

('r 

t<*inp ' 

I 

1 

liardiieHH 

Just after 
magnetiza¬ 
tion 

After S 
iia\8 

Percentage 

l(»8a 

101 

0'20 

1 1 

0-25 

i 

1 

1-21 

720 1 

713 

86 

83-5 

2-9 

0-82 

019 

0-18 

1-40 

750 ' 

652 

94 

90 

4-3 

1 -05 

015 

0*24 

j 1-62 

' 750 , 

652 

95 

94 

M 

0-78 

019 

0-20 

I 1-30 

750 ; 

782 

93-5 

92-5 

1-0 

102 

0-21 

0*23 

; 214 

750 

600 

93 ! 

I 90 

3-2 

0*54 

018 

0-20 

4-25 

750 1 

514 

84-5 

82 

3 0 

1-20 

0-22 

0-25 

405 

1 730 ‘ 

655 

86 

83-5 

2-9 

1-80 

0-21 

0-24 

12-45 

1 760 ' 

640 

55 

53-5 

2-7 

2-60 

0-27 

0*26 

i 

2-46 

' 750 * 

713 

50-5 

1 

48-5 

4-0 


Table LXXIV. —Magnetic Properties of Chromium Steels. 


Cr 

(per cent.) 

Residual 

magnetism 

Intrinsic 

residual 

magnetism 

t'oercive 

force 

Residual 

magnetism 

aft^r 

percassion 

Residual 
magnetism 
after heating 
and cooling 

Percentage 

loss 

magnetism 
by per¬ 
cussion 

Percentage 

loss 

magnetism 
bv heating 
and c(X)llng 

1-0 

660 

295 

28 

276 

246 

6-8 

9-5 

4*05 

600 

374 

39 

354 

334 

i 5-3 

5-3 

8-0 

580 

385 

46 

371 

364 

! ,3-6 

1-9 

12-0 

435 

332 

54 

328 

322 

1 1-2 

1-8 

16*0 

340 

286 

56 

2B4 

278 

1 0-7 

2-1 

200 

320 

252 

44 

239 

235 

1 5-2 

1 

1-5 
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The magnetic properties resemble those of high-carbon steels, and stainless 
steel when suitably hardened makes a good permanent magnet, which is not so 
good as the 6 per cent, tungsten steel commonly employed. M. B. Moir obtained 
hysteresis curves of annealed and quenched chromium steels at 15“ and at -190 ’, 
and found the value with the annealed alloy to be too smaU to be worth investi- 
gating for permanent magnetism, but the quenched specimens, wl^ile not ideal, 
make useful magnets, with the properties indicated in Table LXXIIL 

L. Jordan and F. E. Swindells discussed the decarburnation of ferrochromium 
by heating it in hydrogen; and E. Martin, the absorption of hydrogen and nitrogen 
by chromium steels. The commercial importance of the chromium steels as rustless 
steelsy rym-cotrosive steels^ or stainless steels was developed by H. Brearley, although 
the resistance of these steels to corrosion had been previously noted by B. Strauss 
and E. Maurer, and E. Haynes, and a mixture for a resistant chromium steel 
patented by the Firma Krupp for use as cutlery, propeller blades, etc. Indeed, 
over a century ago P. Berthier drew attention to the fact that chromiuni-iron alloys 
are less corrodible than iron itself, and analogous observations have been made by 

M. Faraday and J. Stodart. The subject was discussed by P. K. Kuehnrich. 
E. A. and L. T. Richardson also noted that chromium enhances the effect of copper 
in resisting corrosive influences. 

The corrosion-resisting alloys were discussed by H. H. Abram, W. Ackerniann, 
L. Aitchison, R. J. Anderson and G. M. Enos, P. A. E. Armstrong, J. A. Aupi>erle, 

E. C. Bain, M. Ballay, C. B. Beilis, C. Benedicks and R. Sundbf'rg, J. S. de Bennoville, 
H. N. Booker, P. Bres, A. Brunner, W. S. Caleott, C. W. Carnell, H. (\ H. Carpenter, 

F. F. Chapman, P. Chevenard, T. H. Chilton and W. R. Huey, I>. (b Clark, A. Christiansen, 
J. Clavier, J. Cournot, J. L. Cox, W. H. Creutzfeldt, K. Daeves, G. l^illner, T. W. Downes, 

G. A. Drysdale, R. L. Duff, V’. Duffek, C. Duisberg, T. G. Elliot and co-workcns, G.M.Enos, 

H. Esselbach, H. O. Forrest and co-workers, H. J. Frenrli, H. A. de Fries, J. Fritz and 

F. Bomefeld, T. S. Fuller, C. Griff, M. A. Grossmann, h. E. (iruner, \V. Ouertler, 
W. Guertler and W. Ackermann, W. Guertler and T. Liepus, L. (iuillet, R. A. Hadfieki 
and co-workers, J. F. Hardecker, W. H. Hatfield, W. H. Hatfield and H. Green, E. Haynes, 
J. G. Hopcraft, E. Houdremont, F, Hiitte, A. C. lebens, R. Irmann, K. K. Jiirvinen, 

C. M. Johnson, W. E. Jominy and R. S. Archer, B. Railing, J. F. Kayser, B. Kjernian, 
P. Koetzschke, A. Kriiger, P. R. Kuehnrich, C. Kiittner, L. Losana and (J. Keggiuni, 

D. J. McAdam, J. W. McMyn and V. Edge, C. E. MacQuigg, P. G. McVetty and 

N. L. Mochel, A. Mangin, W. H. Marble, J. A. Mathews, C. Matignon, W. H. Melane>, 
P. S. Menough, C. G. Merritt, O. Meyer and K. Roesch, J. L. Miller, W. M. Mitchell, 
P. Monnartz, J. H. G. Monyponny, T, H. Nelson, F. Orme, A. K. Pago and J. H. Partridge, 

A. E. Perkins, A. Phillij^s and R. W. Baker, H. D. Phillips, J. Porney and P. Voulet, V. and 

G. Prever, W. J. Priestley, H. S. Primrose, M. J. Prucha, H. S. Kawdon and A. 1. Krynitsky, 

E. A. and L. T. Richardson, W. D. Richardson, H. Rieger, F. Rittei>haus(‘n, K. Roesch 
and A. Clauberg, W. Rohn, A. Rys, B. D. Saklatwalla, M. Sauvageot and L. Lauprt'tf*, 

B. Schafer, C. A. Scharschu, F. Schmitz, E. H. Schulz and W. Jenge, H. Stager and 

H. Zschokke, B. Strauss, J. Strauss and J. VV. Talley, R. Stum]X'r, G. Tammann and 
co-workers, J. G. Thompson, N. S. Torsueff, S. Tungay, T. li. Turner, E. Valenta, 
J. S. Vanick and F. L. la Quo, R. Waddell, B. W^aeser, E. WVllman, H. Whitaker, 
H. Williams, T. R, Wilton, J. K. W^ood, C. F. Wiirth, A. C. Vorke, and V. Zsak. 
E. C. Rollason discussed the intergranular corrosion of stainless steels. 

J. F. Kayser said that most of the useful heat- and acid-resisting alloys of 
nickel, chromium, and iron fall within the area ahc. Fig. 450, and the best of these 
within the shaded zone def. Alloys in the dotted region to the left are brittle ; 
those to the right are difficult to work in the foundry, and when cast are unmachiii- 
able. The stainless irons fall in the region gh, and alloys falling in the region about 
k have been exploited. P, A. E. Armstrong found that the ('r-Fe-(' alloys with 
a composition within the shaded area, Fig. 451, can be rendered immune to food 
acids by heating them about 300° above their upper transformation point, and 
cooling them rapidly. V. Duffek found the rate of corrosion to bo faster, the 
higher the proportion of contained carbon. E. C. Bain and co-workers studied 
the intergranular corrosion of austenitic 8tain]ea.s steels; and J. rournot and 
L. Halm, the effect of polish. 

According to J. K. W^ood, when ehromiutn is added to 8te<‘l, it forms a solid boln. with 
the iron, so lessening the tendency of the iron to go into soln. Sufficient chruniium in an 
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iron alloy will reduce itB corrodibility to zero. All the chromiiim added does not, however, 
go to the making of the iron-chromium solid soln., but some is locked up in any carbides 
present, so that the higher the carbide-content the greater the amount of chromium necessary 
to confer immunity from corrosion. On the other hand, suitable heat-treatment will reduce 
the carbide-content by inducing a fine martensitic structure, and that will leave more 
chromium available to protect the iron. The action of chromium is to cause the eutectoid 
point to occur at a lower percentage of carbon ; thus, with no chromium, the eutectoid 
carries 0*86 per cent, carbon ; but with 4 per cent, chromium, the eutectoid carries only 0*66 
per cent, carbon; and with 12 jper cent, chromium, it carries only 0-31 per cent, carbon. 
Consequently, much less carbon is needed to produce tne various structural changes in steel 
when chromium is present. 



Fig. 460.—The Acid and Heat Resist- Fig. 461.—The Acid Resistance of the 
ance of the Ternary Alloys : Fe-Cr-Ni. Fe-Cr-C Alloys. 


The passivity of the iron-chromium alloys was studied by L. C. Bannister and 
U. R. Evans, V. Benedicks and R. Sundberg, R. Borchers, W. Guertler, J. Heibling, 
J. Hinniiber, E. Liebreich, E. Liebreicli and W. Wiederholt, 0. Meyer and K. Roesch, 
P. Monnartz, J. H. G. Monypenny, \V. J. Muller, W. J. Muller and E. Noack, 
W. Oertel, H. Stiiger and 11. Zschokke, B. Strauss, B. Strauss and J. Hinniiber, 
B. Strauss and E, Maurer, J. Strauss, G. Tammann, and G. Tammann and 
E. Setter. 

According to J. H. G. Monypenny, a polished sample of stainless or about 
12 per cent, cliroinium steel, when heated in air, assumes a series of temper colours 
similar to those of ordinary steel, bnt at a considerably higher temp. ; a grey film 
aj)pears on a ])oIislicd surface at 750 - 825°, but this interferes very little with the 
polish ; above 825°, the steel begins to scale appreciably, but it is more resistant 
than nickel or vanadium steel. Increasing the chroiniuiu to 20 per cent, makes 
the alloy still more resistant to surface oxidation at higii temp., and this is still 
more the case with 30 per cent, chromium. L. B. Pfeil observed that a three- 
layer scale —incle supra —is formed on stainless steel when it is heated for some 
hours ill air ; and that the inner layer contains 3*5 times as much chromium, as 
oxide, as the original steel, whilst the two outer layers contain only a fraction of 
that amount of chromium. P. Oberhoffer and K. Baeves observed that polished 
surfaces of steels with 0*3 to 0*5 per cent, carbon, and 15 to 20 per cent, chromium, 
preserved their polish when kept 18 hrs. at 800° in an oxidizing atmosphere. 
B. Strauss and E. Maurer also made observations on the resistance of high 
chromium steels to rusting. For the observations of H. 0. Forrest and co-workers, 
vide corrosion. Y. Utida and M. Saito found that the gain in weight in grams 
per sq. cm. when samples are heated for an hour at llOO""; and the loss in weight 
in grams per sq. cm. when samples are immersed in 10 per cent. soln. of the acids 
for 24 hrs., were, for steels with 0*06 to 0*11 per cent, carbon, and 


Chromium. 

0 

0*97 

4-86 

8-33 

13-66 

27-85 

35-88- j>er cent. 

At 1100° . 

00212 

0*0465 

0-0610 

0-0498 

0-0407 

0-0017 

0-0004 

HNO, 

0*9380 

0-6240 

0-6400 

0-0181 

0-0002 

0-0000 

0-0000 

HCl .' 

0-0712 

0-2466 

— 

0-2801 

0-3056 

0-6158 

0-7160 

H,S 04 

0*0990 

0-1002 

0-1110 

0-2166 

0-1248 

0-0710 

0-0132 


H. Kndo's results for 5 hrs.’ action at ordinary temp, on steels with 0*28 to 0*35 
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per cent, of carbon, and the indicated proportions of chromium, are summarized 
in Fig. 452. J. A. N. Friend and co-workers noted that the resistance of chromium 
steels to corrosion by sea-water is better the higher the proportion of chromium— 
up to 5-3 per cent. Cr. The subject was discussed by J. Strauss and J. W. Talley, 
D. J. McAdam, H. H. Abram, W. Guertler and T. Liepus, P. S. Menough, 
L. Aitchison, W. Rohn, T. McKnight, W. B. Arness and J. N. Ostrofsky, and 
W. M. Mitchell. T. S. Fuller studied the action of steam on the endurance tests. 
F. M. Becket patented the use of high chromium alloys for resisting high temp., 
and the subject was discussed by C. E. MacQuigg. J. H. G. Monypenny found 
that the 12-13 per cent, chromium steel is corroded in towns, and particularly in 
the neighbourhood of factories, where the air contains distinct amounts of acid, 
and large amounts of dust, so that the metal becomes coated with dust which 
may adhere tenaciously. When the dust is removed, the polished surface may 
be marred by minute pitting, though the actual corrosion is exceedingly small, 
and out of all proportion with the rusting of ordinary steel. In the cleaner 
atm. of the country, or indoors, the metal retains its polish for long periods. 
W. G. Whitman and R. P. Russell studied the effect of oxygen dissolved in 
water on chromium steel. L. Gruner stated that the presence of chromium 
favours the corrosion of iron by humid air, sea-water, and acidulated water ; but 
there is something amiss with this observation. P. Monnartz observed that steels 
with a high proportion of chromium— say, over 40 per cent.—resisted two years’ 

exposure to a laboratory atmosphere without losing 
their bright lustre ; and they also resisted river- 
water and sea-water- but alloys with less chromium 
are not so resistant. J. A. N. Friend and co-workers 
observed that if the corrosion factor for steel with 
0*29 per cent, carbon and 0-39 per cent, manganese 
is 100, the values for alloys with 1*12, 3*58, and 5*30 
per cent, of chromium are re8j>ectively 85, 58, and 
43 for tap-water; 60, 26, and 23 for sea-water; and 
93,30, and 21 for steels subjected to alternate wet and 
dry conditions. J. H. G. Monypenny found that ordi¬ 
nary tap-water has no perceptible action during the 
exposure of either hardened or tempered steel; river- 
water, and well-water have usually no action ; and sea-water is without action if the 
metal is wholly immersed, or alternately wet and dry; but under the prolonged action 
of spray, some pitting may be produced. J. A. N. Friend observed that 11*73 to 13*40 
per cent, chromium steels resisted atm. corrosion almost perfectly ; and they 
also resisted sea-water very well, although there were some severe localized pits 
developed by exposure to sea-water. J. H. G. Monypenny found that stainless 
steel resists the action of superheated steam remarkably well, even when the steel 
steam fittings are in contact with ordinary nickel or copper alloys used for the 
fittings. According to 0. Meyer and K. Reesch, the rusting of 13 per cent, chromium 
steels commences whenever the potential falls below A'h—— 0*015 to —0*010 volt. 
In acidic soln., the potential of chromium steels becomes more positive and the 
rate of corrosion decreases with an increase in the quenching temp. The higher 
the carbon-content of the steel the higher is the temp, from which the steel must 
be quenched in order to prevent rusting, as the more nearly the structure approaches 
a single solid soln. the greater is the chemical resistance ; in this sense, therefore, 
carbon must be considered as an objectionable impurity in rust-resisting steels. 

Soln. of ammonia, alkali hydroxides, or alkali carbonates have no perceptible 
action ; and no attack occurs in damp atmosphere charged with gaseous ammonia. 
A. Kruger said that although chrome steels are attacked by hot, dil. acid soln., 
they resist boiling alkalies. The material also resists hydrogen dioxide, and soln. 
of sodium sulphide. According to J. H. G. Monypenny, 5 per cent. soln. of the 
following salts, during 4-5 weeks’ action, produced no visible corrosion on immersed 
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samples : alkali carbonates or hydrocarbonates; alkali nitrates, or sulphites; 
sodium chloride*, potassium chloride*, cyanide, chlorate, or dichromate; ammonium 
oxalate, persulphate or phosphate ; copper acetate, nitrate, or sulphate ; ferric 
nitrate or sulphate ; ferrous sulphate; lead acetate, magnesium chloride* or 
sulphate* ; and manganese sulphate. With the salts marked with an asterisk, 
corrosion may occur at the points of support of the metal below the surface of the 
soln. L. Aitchison observed that the losses in weight per 100 sq. cm. with chromium 
steels exposed 77 days in darkness to a 3 per cent. soln. of sodium chloride, 
were: 

Cr . . 0*99 4-97 10*16 15*01 19*46 23*70 per cent. 

Loss . . 1*31 1*38 0*79 0*91 0*00 0*24 

J. H. G. Monypcnny found that 12-13 per cent, chromium steel is slightly pitted 
by a dil. soln. - 5 grms. per litre—of ammonium chloride in 10 days at 80° to 90° ; 
while a piece of mild steel was badly corroded, and lost seven times as much weight. 
There was also a slight attack during two months’ exposure to a cone. soln.—25 
grms. per litre—at ordinary temp. Soln. of ammonium sulphate have no perceptible 
action when dil., but the chromium steel is slowly attacked by cone. soln. With 
5 per cent, and a sat. soln. of potash-alum, stainless steel lost respectively 0*012 
and 0*(X)8 mgrm. per sq. cm. per hour, under conditions where mild steel lost 
respectively 0*065 and 0*035 mgrm. per sq. cm. per hour; similarly also with 
soln. of ammonia-alum. Soln. of ferric chlorine, even when fairly dil., attack 
the stainless steel; similarly also with soln. of copper chloride ; the attack with 
soln. of mercuric chloride is fairly rapid. Dil. soln. of potassium or sodium 
sulphate have no action, but cone. soln. attack the metal—cone. soln. of these salts 
have an acidic reaction. 

J. H. G. Monypenny observed that hydrochloric acid attacks stainless steel 
quite readily, and in 24 lirs. the loss in mgrms. per sq. cm. per hour with A^-HCl 
and 5A-HG1 was 0*82 and 5*00 respectively under conditions w’here the losses 
witli mild steel were respectively 1*84 and 6*80. P. Koetzschke found that chromium 
decreases the corrodibility of cast-iron in hydrochloric acid. Y. Utida and M. Saito 
showed that chromium increases the corrosion of iron by hydrochloric acid— vide 
supra. W. H. Hatfield obtained the results indicated in Table LXXV for the losses 
in weight in grams per sq. cm. after 24 hrs.' immersion at 15°. 


Tablk LXXV. —Action of Acid on Chromium Sti:eus. 
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W. H. Hatfield found, in grams per sq. cm. in 

24 hrs.: 
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W. Rohn observed the relative losses in weight in pams per sq. dm., with N=not 
annealed, and A=annesled steels, in 10 per cent, acids: 
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Tlio presence of 0*25 per cent, carbon, or of 1 per cent, of manganese, or 1 per cent, 
of silicon increased the corrosion—vkfe infray sulphuric acid. H. Gruber observed 
that plates 60x13x12 mm. of 25 per cent, chromium alloy gained in weight on 
on an hour's exposure to hydrogen sulphide : 

700 * 800 * 900 * 1000 * 

Gain in weight . . 0*58 3*2 8-0 13-2 


L. Vernitz and A. Kudinova found that the alloy resists the action of dry sulphur 
chlorides— S 2 CI 2 , and SCI 2 . J. H. G. Monypenny found that stainless steel is 
attacked by sulphurous add owing partly to the sulphuric acid always present 
in commercial sulphurous acid. M. Faraday and J. Stodart, L. Gruner, and 
P. Berthier noticed that, in general, iron-chromium alloys are less readily attacked 
by acids than iron, and the attack is less the higher the proportion of contained 
chromium ; and similar observations were made by G. W. Heise and A. ('lemente, 
E. Fremy, J. Fritz, and J. B. J. D. Boussingaiilt. P. S. Menough, and Y. Utida 
and M. Saito observed that chromium lessens the attack by sulphuric acid. 
R. A. Hadfield exposed samples of chromium steel to 50 per cent, sulphuric add 
for 21 days, and found the following percentage losses : 


C 

. 0-27 
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0-71 per cent. 
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Wrought 

Cr 

. 1-18 

6-19 

9-18 „ 

steel 

iron 

Loss 

. 3-32 

4-78 
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. 7-48 

44-7 per cent. 


For the observations of Y. Utida and M. Saito, and of W. H. Hatfield, vide supra. 
J. A. N. Friend and co-workers found that when the corrosion factor with steel con¬ 
taining 0*29 per cent, of carbon and 0*39 per cent, of 
manganese is 100, the values for steels alloyed with 012, 
3*58, and 5*30 per cent, of chromium are respectively 
71, 68, and 68 for 0*15 per cent, sulphuric acid, and 
223, 61, and 78 for 0*5 per cent. acid. W. Guertler and 
W. Ackermann represented the loss in mgrms. per sq. 
cm. per hr. in sulphuric acid of sp. gr. 1*005 by the 
curve Fig. 453. P. Koetzschke and E. Piwowarsky 
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Action of found that the addition of up to 1 per cent, of chromium 

* marked effect on the corrosion 
AjC by ac4, but not by salt soln. A. Carnot and E. Goutal 

found that steels with a small proportion of chromium 
are readily attacked by cold, dil. acids, but if the chromium steels are highly 
carburized they are attacked more slowly than when only a small proportion 
of carbon is present. W. Borchers and P. Monnartz patented an acid-resisting 
steel with 10 per cent, of chromium and 2 to 5 per cent, molybdenum. Observa¬ 
tions were also made by J. A. N. Friend and co-workers, who noted that up to 
5*3 per cent, chromium steels resisted attack better the higher the proportion of 
chromium. E. Janecke noted that hot 1 : 1 sulphuric acid attacks the iron- 





IRON 


611 


chromium alloys. L. Aitchison found that chromium Bteels with about 0-85 per 
cent, carbon lost per 100 sq. cm. in 1 per cent, sulphuric acid for 77 days, and in 
10 per cent, sulphuric acid for 45 days, in darkness ; 

Cr . . * • 0*99 4-97 10-15 15-02 19-46 23-70 per cent. 

IT an i 1 1*76 

ti,SU4^jO j>er cent. . 15-9 11-0 18-3 33-6 29 0 23-7 

J. H. G. Monypenny found that the loss in mgrins. per sq. cm. per hour at atm. 
temp, during 6 hrs.’ attack with 5, 35, and 50 per cent, sulphuric acid were respec¬ 
tively 1*98,15*8, and 0-50; with the 0*25 percent, carbon and 12-1 percent, chromium 
steel, and with mild steel, respectively 3-16, 11*55, and 0-23. In 24 hrs.’ attack, 
with 50 per cent, sulphuric acid, on cliroinium steel and mild steel, the numbers 
were respectively 0*26 and 0 - 10 . M. Saiivageot and L. Lauprete found that steels 
with about 13 per cent, of chromium were all practically unattacked by nitric 
acid of any cone, at any temp., but the nickel steel rapidly dissolved in hot, 1 to 
25 per cent, nitric acid and slowly in cold acid of the same cone., although acid 
of a higher cone, than 30 per cent, was without action at any temp. The nickel 
steel was by far the most resistant to the action of hydrochloric acid, but all the 
samples were badly corroded by hot, 20 per cent. acid. Sulphuric acid had 
practically no action on the nickel steel whatever the temp, (up to 100 '") or cone. : 
the other steels showed a maximum rate of dissolution in 40 to 45 per cent. acid. 
The subject was studied by J. Fritz. 

Both co])per and ferric sulphates occur in mine-waters along with sulphuric 
acid ; witli a soln, of 100 gnus, of copper sulphate per litre, and a steel with 0-30 
per cent, carbon and 12*6 per cent, chromium, no action occurs on the addition of 
sulphuric acid until 75-100 grins, of H 2 SO 4 per litre is present, after that the rate 
of attack is determined by the cone, of the copper sulphate in soln. ; if copper 
sulphate is gradually added to a dil. soln. of sulphuric acid, say, 100 grms. H 2 SO 4 
})er litre, the attack on the steel increases rapidly. Flocculent copper is deposited 
on the steel and appears to set up electrochemical action. When nearly 20 gnus, 
per litre have been added the attack falls off rapidly and soon ceases altogether. 
The amount of copper sulphate required to stop the reaction is relatively less, 
the smaller the concentration of the acid. The steel thus acquires a kind of pas¬ 
sivity. W. H. Hatfield found that the amount of ferric sulphate required to prevent 
the attack of sulphuric acid is priq)ortional to the cone, of the sulphuric acid. 
With hardened and tempered steel, no attack occurred if the cone, of the ferric 
sulphate is twice that of the free acid, while with hardened steel the same effect 
was produced when the cone, of the ferric sulphate is one-fifth that of the free 
acid. J. H. G. Monypenny made observations on this subject; and he also found 
mine-waters with copper 14-7 to 16 parts per 1(K),0(X); ferric iron, 71*2 to 188 ; 
ferrous iron, 160 ; free sulphuric acid, 14 to 30, did not act on stainless steel, though 
it rapidly attacked ordinary mild steel. 

F. Adcock found that solid or molten alloys of iron and chromium take up 
nitrogen, and in quantities w^hich increase with the proportion of chromium. 
Alloys with near 12 per cent, of chromium, in contact with nitrogen, acquire the 
martensitic structure closely resembling that with the iron-carhon alloys. The 
Brineirs hardness can be considerably modified by heat-treatment, and ranges 
from about 115 in the annealed state to 315 when quenched above the critical 
range. Most of the alloys containing nitrogen in the range 20 to 60 per cent, 
chromium, present a two-phase structure except in some cases where the material 
has been quenched at a temp, immediately below the m.p. Although one of these 
constituents invariably develops a structure of the sorbitic or pearlitic type on 
suitable heat-treatment, these changes are not accompanied by any great variation 
in hardness. This pearlitic or lamellar type cf structure, which characterizes the 
alloys with 20 to 30 per cent, chromium containing nitrogen, is known to be absent 
from the corresponding pure iron-chromium alloys. Further, the deliberate 
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addition of 0*05 per cent, of (jarbon to an alloy with approximately 28 per cent, 
chromium, free from nitrogen, fails to produce any signs of a lamellar structure in 
the furnace-cooled material, although a considerable amount of a second constituent 
is visible. Consequently, the presence of nitrogen in iron-chromium alloys can 
give rise to structures closely resembling those generally attributed to carbon in 
ordinary steel, and, further, that at high temp,, the pure alloys of iron and chromium, 
whether solid or liquid, readily absorb nitrogen from the atmosphere. S. Satoh 
studied the nitridization of these steels by heating them in ammonia at 560° to 
580°. E. Muller and H. Barck studied the action of nitric Oxidc. 

P. Monnartz, and J. G. Thompson observed that the presence of chromium 
greatly increased th(‘ resistance of iron to nitric acid ; and with alloys containing 
up to 20 per cent, chromium, he concluded that the 
resistance of alloys with up to 4 per cent, chromium 
to dil. nitric acid decreases as the pro})ortion of chromium 
increases, but the resistance to attack by the cone, acid 
is greater. The resistance of alloys with 4 to 14 per 

cent, chromium to dil. nitric acid increases rapidly as 

the amount of chromium increases ; and as the pro¬ 
portion of chromium rises from 14 to 20 per cent., the 
resistance to attack by dil. acid increases slowly. 
W. M. Mitchell, E. 8. P. Bellinger, G. Grube and W. von 
Fleischbein, W. R. Huey, W. H. Hatfield— vide supra - 
and Y. Utida and M. 8aito observed that the intro¬ 
duction of chromium lessens the attack by nitric acid- inde supra. W. (lUertlcr 

and W. Ackermann represented the loss in ingrms. per sq. cm. per hour in nitric 

acid of sp. gr. 1*005 by the curve Fig. 454. G. Grube and W. von Fleischbein 
observed that the rate of dissolution of the alloys in dil. nitric acid diminishes 
with increasing chromium-content; when this reaches 12-5 mol. per cent., the rate 
of dissolution of chromium diminishes suddenly ; and when it reaches 25 mol. 
per cent., falls suddenly to zero, and the rate of dissolution of iron also shows a 
sudden drop to a low value. I’he iron dissolves more rajiidly than the chromium 
relatively to its proportion in the surface layer. The protective effect of small 
proportions of chromium on the iron may be due to the dissolved chromic acid 
rendering the iron passive. Tlie resistance of a bar is not diminished by rolling 
to half its initial diameter. Fj. Janecke found that boiling cone, nitric acid is 
without action on the higher chromium alloys. J. H. G. Monypenny observed 
that at ordinary temp., the loss in mgrms. per sq. cm. per hour, during 5 hrs., 
varies with the pro])ortion of chromium in the steel as-follows : 


Carbon 

0-16 

0-14 

0-16 

0-09 

0-09 

0-13 

Chromium , 

0-00 

4-72 

10-0 

12-0 

14-0 

17-5 

Hp. gr. 1-2 . 

16*2 

15-05 

2-1 

0-35 

0-03 

ml 

1*25 

1-64 

trace 

nil 

ml 

nil 


Thus, the attack by the cone, acid is greatly retarded when over 4-72 per cent, of 
chromium is present, and with dil, acid, when over 10 per cent, is present. At 
80° to 85°, the results were : 



Fig. 454.—The Action of 
Nitric Acid on Iron- 
Chroniiimi Alloys. 


Cr . . . . 10-0 IM 12-2 13-3 

J (.V-HNO 3 . 11,1 16-5 1 09 0-41 

. 0-03 — 0-026 0-01 

and with a steel with 12*2 per cent, chromium at 80° to 85° : 


14-4 per cent. 
0-27 
0-005 


HNO 3 . . 0\N 0-2N. 0-5A- A- 2A- f)A. 

Loss .... 4-90 8-82 16-13 1-09 0-20 0-026 

and at ordinary temp, in a 5 hrs.’ and a 24 hrs’. attack the losses in mgrms. 
per sq. cm. per hour, were : 

HNO 3 . . . O-OIA- 0-2A’- 0-5A- A- 2 A. 2A^- 

, J 5 hrs. , 0-40 0-65 Ml 1-53 0-61 0-01 

^^^®l24hr8. . . 0-356 0*60 0*72 0-395 0-115 0-00 
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In general, the stainless steel with 12 to 13 per cent, chjomium and 0*3 per cent, 
carbon is attacked by nitric acid at ordinary temp, only when the acid is very 
dilute—say, less than 5 iV’-HN 03 or 1*20 sp. gr.~and then the action is slow. By 
selecting a suitable steel, even this attack may be prevented. Hence, stainless 
steel may ultimately be useful in the manufacture and transport of nitric acid. 
The attack is augmented by raising the temp. ; and it is decreased by raising the 
percentage of chromium in the alloy. As a result, a 15 per cent, alloy resists 
attack at ordinary temp, or at 85®. Thus the presence of chromium greatly 
increases the tendency of iron to become passive in nitric acid. The action of 
copper nitrate or ferric nitrate along with nitric acid resembles the effect of the 
corresponding sulphates on the attack by sulphuric acid. The presence of 8 grins, 
of copper as nitrate, or 5 grms. of iron as nitrate per litre, sufficed to prevent the 
attack of A-HNO 3 on steel with 0*3 per cent, carbon, and 12*6 per cent, chromium. 
W. M. Mitchell, and E. 8 . P. Bellinger discussed the use of stainless iron, or high 
chromium alloys of iron, in the construction of equipment for the manufacture 
and handling of nitric acid. G. Tammann tried the hypothesis that a chromium 
atom in the surface of iron can render an adjacent iron atom passive in dil. acids, 
so that the (lOl)-face of a crystal should become passive when 0*25 mol. proportion 
of chromium, and the (100)- and (lll)-fiices, passive with 0-375 mol. Passiva¬ 
tion actually occurs with less, namely, 0*16 to 0*28 molecule of chromium. Hence, 
passivity is affected by other conditions- the nature of the solvent, ])revious 
treatment of the alloy, and the nature of the second component. 

According to J. H. G. Monypenny, chromium steel is also slowly attacked by 
phosphoric acid. The losses in lugrms. per sq. cm. ])er hour with 5, 25, and 66-3 
per cent, phosphoric acid were rc^pectively 0*050,0*20, and 0*17 with the chromium 
steel, and respectively i*ll, 2 *() 0 , and 4*62 with mild steel. The subject was 
studied by P. R. Kosting and Heins, and A. M. Porte/in and A. Sanfourche. 
According to J. H. G. Monypenny, a soln. of 20*7 grms. of boric acid jier litre had 
no action on this steel. H. R. 8 . Clotworthy recommended stainless steel for 
resisting the action of carbon disulphide. The action of dil. acetic acid or vinegar 
varies in that some vinegars contain appreciable amounts of sulphuric acid, while 
others are free from that acid. P. Kotzschke found that chromium dec'reases 
the corrodibility of cast iron in acetic acid. According to J. H. G. Monypenny, 
ordinary malt vinegar has 4 to 5 per cent, of acetic acid. The losses with 5, 15, 
33 per cent, and glacial acetic acid, during 14 days, were respectively 0*014, 0*012, 
0*012, and nil mgrm. per sq. cm. per hour, and with mild steel, respectively 0-067, 
0*105, 0*115, and 0*124 mgrm. per sq. cm. per hour. Expressing the losses in 
mgrina. per sq. cm. per hour respectively with chromium steel and ordinary mild 
steel, 5 per cent, carbolic acid, with 14 days’ exposure, had losses nily and 0*005 ; 
6 per cent, citric acid, in 7 days’ action, had losses 0-011 and 0-260 ; 10 per cent, 
formic add in 12 days’ action, had losses 0*26 and 0*33 ; oleic acid had no action 
on the chromium steel during 14 days' exposure ; normal oxalic acid, in 10 days’ 
action, gave losses 0*021 and 0*036 ; 10 ])er cent, tannic acid, in 14 daws’ action, 
liad losses nil and 0*0042 ; and in 14 days’ action, normal tartaric add had losses 
0*0085 and 0*062, and 25 per cent, tartaric acid, 0*022 and 0*14. J. G. Thompson 
studied the action of aq. soln. of urea and of ammonium carbonate. J. H. G. Mony¬ 
penny found that, in general, fruit juices have a similar action to that of vinegar, 
though their corrosive power varies. The pure acid, the same strength as the 
acid in fruit juice, has sometimes the greater action—-c.^. vinegar and acetic acid, 
or lemon juice and citric acid. Possibly the natural fruit juice contains some 
colloid which acts as a retarding agent —vide supra, the corrosion of iron and steel. 
No action was observed with lubricating oils, greases, paraffin, benzol, or petrol. 
R. Tull discussed the resistance of the allov to smoke. 

General discussions on the use of chromium steels liave been contributed bv 
C. B. Beilis, E. Lievenie, T. Blair, J. Ohly, T. H. Nelson, T. H. Burnham, J. 1). Por- 
field, W. M. Mitchell, The so-called stainless steels are essentially chromium 
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steels containing from 12 to 16 per cent, of chromium, but their general properties 
are greatly affected by the carbon-content, which may vary from 0-1 to 0-5 per cent. 
The discovery of the non-corrosive properties of these steels was made by 
H. Brearley, in 1913, but, owing to counter-attractions, a British patent was not 
obtained, although they were obtained in Canada in 1915, and in the United States 
in 1916. He claimed an alloy steel with from 9 to 16 per cent, of chromium and 
less than 0*7 per cent, of carbon, and gave as an example an alloy with 0*30 per 
cent, of carbon, 0-30 manganese, and 13*0 chromium. A great variety of steels 
can be obtained by modifications of the central idea. Thus, by varying the pro¬ 
portion of carbon or manganese, and heat-treatment, steels of widely different 
hardness can be obtained, but all have the distinguishing property of great resist¬ 
ance to corro.sion. According to J. H. G. Monypenny, with a fixed proportion of 
chromium, and the same heat-treatment, the resistance to corrosion will be greater 
the lower the proportion of carbon ; and with a fixed proportion of carbon, and the 
other conditions equal, increasing the projK>rtion of chromium augments the 
resistance. The mechanical properties of the steel, conditioned by the heat-treat¬ 
ment, are often as important as the degree of resistance to corrosion, and this 
restricts the permissible variations in composition. The cost of the chromium 
is also a factor to be considered. Hence, taking all things into consideration, 
H. Brearley considered tjiat the ])roportiona just indicated are best for commercial 
alloys. Silicon raises the temp, of the Acj-change, and also the temp, required 
for the complete dissolution of the carbide, and hence, higher hardening temp, 
are needed to obtain similar resistances to corrosion when silicon is present. 
H, H. Abram reported that high-silicon steels resist some chemical agents better, 
but their superiority over low-silicon steels for resisting the weather, and sea-water, 
is not evident, and it exists only in tempered, high-carbon steels. The effect of 
nickel favours the mechanical properties of steel ; and up to 2 per rent, of nickel 
slightly favours resistance to attack by acids. Hence, additions of nickel can be 
made to suit the physical requirements. B. D. Saklatwalla showed that 0*5 to 
T5 per cent, of copper considerably improves stainless steel, and this was con¬ 
firmed by J. H. G. Monypenny. 

According to J. H. G. Monypenny, in general, a heterogeneous steel is more 
susceptible to attack than a homogeneous steel, so that when a steel is hardened 
by quenching, it consists almost wholly of martensite and is then in its most resistant 
form ; while if the steel be annealed so as to produce a complete separation of 
carbide and ferrite, it is in its least resistant form. In the separation, the chromium 
has a tendency to accumulate in the carbide at the expense of the ferrite, and the 
ferrite is then more liable to attack ; the separation also means that galvanic 
effects may be produced which hasten the corrosive actions. The greatest resist¬ 
ance to corrosion was obtained by quenching the steel from a temp, sufficiently 
high to dissolve all the carbide it contains. The hardness of these hardened steels 
persists on tempering up to 500^^, and this does not markedly alter the martensitic 
structure of the steel, nor does it have any notable effect on the resistance to cor¬ 
rosion. As the tempering temp, is raised to between 500° and 600°, there is a 
marked fall in the hardness, and a slightly lessened resistance to corrosion. The 
martensitic structure changes, and small carbide particles coalesce to form larger 
ones ; by tempering at 750° the effects at 600° are more marked. Similar remarks 
apply to material annealed at a high enough temp, to give a pearlitic structure. 
As indicated in connection with the corrosion of iron and steel —vide supra —most 
metals, including the chromium steels, have a greater tendency to corrode when 
tfiey are distorted by cold-work. V, S. Polansky compiled a bibliography of the 
stainless steels ; and observations on their corrodibility were made by L. Aitchison, 
H. Hubert, H. C. H. Carpenter, etc. A. Matsubara and J. Takubo found that 
copper pyrites in dil. sulphuric acid is decomposed cathodically into hydrogen 
sulphide, cuprous sulphide, and ferrous sulphate, and, ultimately, into metallic 
copper ; preliminary anodic polarization produces the reverse effect of that observed 
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with iron pyrites. Copper pyrites which yields but little hydrogen gives abnormal 
quantities of decomposition products. It is supposed that the fraction of the 
mineral which is dissolved directly by the acid exists in the solid in an ionized 
condition, the degree of ionization in various specimens of copper pyrites being 
0-035 to 0*305. 

O. K. Parmitor gave the following comparison of the effect of various reagents, at room 
temp., on carbon steel, stainless steel with 13 per cent. Cr, and stainless steel with 13 per 
cent, Cr and 8 per cent. Ni, respectively : 100 per cent, acetic acid, attacked, not attacked, 

not attacked ; 33 per cent, acetic acid, attacked, attacked,-; 5 and 15 j)er cent, acetic 

acid, attacked, attacked, not attacked ; 100 per cent, boiling acetic acid vapour, attacked, 
attacked, atta^'ked ; 33 p<*r cent, acetic acid vapour, attacked, attacked, slightly attacked ; 
100 per cent, acetic anhydride, atta(‘ked, attacked, not attacked ; 100 per cent, are lone, 
attacked, slight corrosion, not attacked ; 10 per cent, aivm, attacked, attacked, not 

attacked ; 1, 5, and 10 per cent, ahnnimum svlphate, attacked, attacked, not attacked; 
ammonia (sp. gr. 0*880), not attacked, not attacked, not attacked ; 1, 5, 10, 20 per cent. 
ammonium chloride soln., attacked, slightly attacked, not attacked ; 5, 23, 47 per cent, 
ammonium chloride (boiling soln.), attacked, attcicked, very slightly attacked ; 10 ]ier cent. 
Boln. of ammonium nitrate, attacked, not atta(*ked, not attacked ; 10 per cent. soln. of 
ammonium sulphate, attacked, attacked, not attacked ; ammonium sulphate (sat. soln.) 
-15 per cent, sulphuric acid (at 50 ), attackcnl, attacked, attacked ; apples, attacked, not 
attacked, not attacked ; beer, attac ked, not attacked, not attacked ; benzene, not attacked, 
not attacked, not attacked ; aq. suspension of hlecuhing potvder, attacked, attacked, slightly 
attacked ; 6 per cent. soln. of boric acid, attacked, not attacked, not attacked ; bromine, 
attacked, attacked, attacked ; 0*83, 1*05, 3*3 per cent, bromine water, attacked, attacked, 
attacked ; 0*1(16, 0*33 per cent, bromine water, attacked, attacked, very slightly attacked ; 
10 per cent. soln. of calcium chloride, attacked, slightly attacked, not attacked : carbolic 

acid, attacked, attacked, not attacked ; carbon tetrachloride, -, not attacked, not 

attacked ; wet and dry chlorine gas, attacked, attacked, attacked ; cone, chlorosv I phonic 
acid, attacked, attacked, not attacked ; 10 per cent, ehlorosulphonie acid, attacked, 

attacked, attacked ; 0*5 per cent. < hloro8ulphonic acid, attacked, attacked, not attacked ; 
cider, attacked, not attacked, not attacked ; all concentrations of citric acid, attacked, 
attacked, not attacked ; cone. aq. extract of coffee, attacked, not attacked, not attacked ; 
Congo copal (370°), - - , attacked, not attacked ; copal varnish, not attacked, not 

attacked, not attacked ; sat. soln. of copper carbonate in ammonia, attacked, not attacked, 
not attacked ; 5 and 10 per cent. soln. of copper chloride, attac*ked, attacked, attacked ; 
10 per cent. soln. of copper sulphati, attacked, not attacked, not attacked ; copper sulphate 
(10 per cent.) -f 2 per cent, sulphuric acid, attacked, not atteicked, not att€icked ; develoj^ers : 
(a) hydroquinone, attacked, not attacked, not attacked : (b) metolhydroquinone, attacked, 
not attacked, not attacked ; (c) pyrogallol, attacked, very slightly attacked, not attacked ; 
100 per cent, (thir (ethyl), not attacked, not attacked, not attacked ; 100 per cent, ethyl 
chloride, attacked, not attacked, not attacked ; 6, 10, and 15 per cent, ferric chloride, 
attacked, attacked, attacked ; food-pastes, attacked, not attacked, not attacked ; 40 per 
cent, formaldehyde, attacked, not attacked, not attacked ; 5, 25, 50, and 100 per cent. 
formic acid, attacked, attacked, not attacked ; 50 per cent, formic acid (boiling), attacked, 

attacked, not attacked ; (40 hy})o. 2*5 pot. met.) fixing soln. (acid),-, attacked, 

not attacked ; horse-radish cream, attacked, slightly attacked, not attacked ; all concen¬ 
trations of hydrochloric acid, attacked, attacked, attacked ; hydrofluoric acid, attacked, 
attacked, attacked ; inks, attacked, not attacked, not attacked ; iodine in 2 parts of 
potassium iodide, attacked, attacked, not attacked; sat. lactic acid, attacked, attacked, 
not attacked ; lemon, attacked, not attacked, not attacked ; lime-juice, attacked, very 
slightly attacked, practically not attacked ; lime and limestoiu, attacked, not attacked, 
not attac'ked ; lubricating oils, not attacked, not attacked, not attacked : 2 per cent, and 
cone. soln. of lysol, attacked, not attacked, not attacked ; 10 per cent. soln. of magnesium 
chloride, attacked, attacked, not attacked ; 10 per cent. soln. of magnesium sulphate, 

attacked, attacked, not attacked ; fresh and sour milk, attacked, attacked, not attacked ; 
(66HNOj, 26H,S04, 10 water) mixed, or nitric-sulphuric acid (at 50°), attacked, not attac ked, 
not attacked ; nitric acid (sp. gr. 1*42), not attacked, not attacked, not attacked ,* nitric 
acid (sp. gr. 1*20), attac'ked, not attacked, not attacked; up to 11 per cent, nitric acid, 
attacked, slightly attacked, not attacked; nitrous acid (sp. gr. 1*41), attacked, slight 
staining, not attacked ; 6 per cent, nitrous acid, attacked, slightly attacked, not attnckeii ; 
100 per cent, oleic acid, attacked, not attacked, not attacked ; oranges, attacked, attacked, 
not attacked ; 6 per cent. soln. of oxalic acid, attacked, attacked, not attacked ; parnflin, 
not attacked, attacked, not attacked ; paregoric compound, attacked, badly stained, not 
attacked ; petrol, not attacked, not attacked, not attacked ; 100 per cent, phosphoric acid, 
attacked, slightly attacked, not attacked; 76 jx?r cent. phosphoric acid, attacked, attacked, not 
attacked ; 6, 26, 60 per cent, phosphoric acid, attacked, slightly attacked, not attacked ; 
pickles, attacked, not attacked, not attacked ; picric acid (alcoholic), attacked, not attacked, 
not attacked ; 10 per cent, potassium nitrate, attacked, not attacked, not attacked ; 
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pm-offol/o/, attacked, not attacked, not attacked • moMt s^t jcereb^), attacked, attacked, 
a^cked • moist salt (ordinary), attacked, attacked, not attacked ; Murea, attacked, not 
=*+««i5Iri not’nHa,-Iced- wa-ica/cr, attacked, attacked, slightly attacked; sea-water (80'), 
atSci attacked, not’attackcd ; sea-water (agitated), attacked, attacked, not attacked ; 
sea-water (intermittent spra>). attacked, attacked, very slightly attacked; 100 per cent. 
jrebacic acid (at 140°), attacked, attacked, attacked ; .1, i>, 10 per cent. soln. of sodium 
chloride, attacked, slightly attacked, not attacked; 35 per cent, sodium cifrcttc, 

-, jiot attacked, not attacked; 3306 per <>enf. soln. of sodium hydroxide, not 

atta^'ked, not attacked, not attacked; eat. soln. of sodium sulphate, attacked, not 
attacked, not attacked ; 10 per cent, sodium sulphide, attacked, not attacked, not attacked ; 

30 per cent, sodium thiosulphcUe, attacked,-,-; all cone, of sulphuric acid, 

attacked, attacked, not attacked ; 5 per cent, tannic acid, attacked, practically not attacked, 
not attacked ; 5. 10, 25, and 50 per cent. soln. of tartaric acid (all temp, up to boiling), 
attacked, attacked, not attacked ; vinegar, attacked, not a'ttackcd, not attacked ; nmning 
water (tap-water), attacked, not attacked, not attacked; 15*^ water (tap-water), attacked, 
not attacked, not attacked; liquid zinc (450°), attacked, attacked, attacked ; zinc chloride 
(boiling), sp. gr. from 1-030 to 1-725, attacked, verj' slightly attacked, not attacked. 


The use of alloys for resisting acidic and alkaline sola, in chemical plants has 
been discussed by A. E. Anderson and G. M. Enos,-"'* P. A. E. Armstrong, 

F. M. Becket, T. H. Burnham, W. S. Calcott, W. S. Palcott and co*workers, 
C. M. Carmichael and co-workers, F. J. R. CaruIIa, F. F. Chapman, J. Cournot, 

G. A. Drysdale, U. R. Evans, H. J. French, E. D. Gleason, A. Grounds, W. Giiertler, 

H. G. Haase, R. A. Hadfield, M. L. Hamlin and F. M. Turner, W. H. Hatfield, 

F. W. Horst, E. Houdremont and R. \Vasmuth, W. E. Jominy and R. S. Archer, 

G. B. Jones, R. Lund, R. J. McKay, C’. E. MacQiiigg, W. R. Mott, T. H. Nelson, 

A. Portevin, H. Reiger, F. Ritterhausen, C. 8. Robinson, K. Rocvsch and A. (’Ian- 
berg, W. Rohn, F. W. Rowe, B. D. Saklatwalla, L. Sanderson, W. Schmidt, 
E. H. Schulz and W. Jenge, C. E. Sholes, R. Thews, G. Thompson, S. .1. Tungay, 
A. Vacin, R. P. de Vries, H. F'. Whittaker, E. C. Wright and K. E. Luger, and 
A. Zemanek. The subject is also discussed in more detail in connection with 
specific alloys. 

B. D. Saklatwalla and A. W. I)emm1cr,24 E. H. Schulz, K. Sasakaw'a, and 
J. A. Jones studied the chromium-copper steels. The mechanical tests far exceed 
those of the plain, low-carbon, copper steels ; the alloys can be rolled, forged, 
pressed, and stamped very well; and they also resist corrosion very well. V. and 

G. Prever also found that the alloys resist corrosion. E. Scheil and E. H. Schulz, 

C. Taillandier, and F. B. Loiinsberry and W. R. Breeler studied the chromium- 
aluminium steels. L. Guillet recommended nitridized chromiuin-aluminium steels 
for the cylinders of internal combustion engines, and for propeller shafts. S. Sato 
studied the electrode potentials of the nitridized alloys. H. Gruber found that 
the aluminium-chromium-iron alloys are attacked by hydrogen at elevated temp. 
C. Casper, H. Moissan, J, B. Johnson and S. A. Christiansen, E. A'alenta, 

W. Oertel and K. Wiirth, V. 0. Homerberg and I. N. Zavarine, A. R. Page and 

J. H. Partridge studied the mechanical properties of chromium-silicon steds* and 
P. Bres, their resistance to corrosion ; W. Denecke gave a ternary diagram of the 
system with up to about 30 per cent, each of chromium and silicon. The iron 
and chromium furnish a continuous serie.s of solid soln. with minimum in the 
f.p. curves. No evidence was observed of the formation of the compound Fe 2 Cr, 
or of a eutectic with 15 per cent, of chromium. The reaction between the solid 
soln, of iron and silicon, and the formation of FeSi, is accelerated by the presence 
of chromium. E. D. Campbell and H. W. Mohr studied-the electrical resistance 
and the thermoelectric potentials; (L D. Newton, the shearing strength; 

H. H. Abram, J. N. Alcacer and G. Gayoso, T. G. Digges, H. J. French and 

W. A. Tucker, F. J. Griffiths, G. A. Hawkins and co-workers, W. Kahlbaum and 

co-workets, R. R. Moore and E. V. Schaal, T. Murakami and K. Yokoyama, 
T. L. Robinson, K. Roesch, S. C. Spalding, J. S. Vanick and co-workers, and 
C. F. Wiirth, the mechanical properties; and J. Cournot and K. Sasagawa, the 
viscosity. S. Sato studied the electrode potentials of nitrified chromilim-titaililim 
steels, and of chromium-zirconiixm steels. B. Stoughton and W. E. Harvey, 
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W. Kahlbaum and L. Jordan, T. Hcczko, and H. M. Boylston invewtigated the 
physical properties, and J. G. Thompson and co-workers, and G. H. Keulegan 
and M. K. Houseman, the action of aq. soln. of urea and^>f amriionium carbamate 
on tlie chromium-vanadium steels. 

Samples of iron alloyed with up to 28-49 per cent, of molybdenum were reported 
by C. .1. Heine,F. Stromeyer, A. Wehrle, H. A. L. Wiggers, and C. Steinberg. 
P. Berthi(*r prepared iton-molybdenum alloy, or ferromolybdenum, with 2 per cent, 
of molybdenum which was as fusible as iron, but whiter, extremely hard, brittle 
and tenacious, and uneven and granular in fracture. J. J. Berzelius also described 
bluish-grey alloys with iron and molybdenum in the proportion 1 : 1 and 1 : 2. 
To prepare the iron-molybdenum alloys, J. Ohly recommended adding molten 
iron to a bath of fu^ed molybdenum. H. Lautsch and G. Tammann prepared 
alloys by reducing a mixture of the oxides with aluminium. The strong affinity 
of molybdenum for oxygen, and the volatility of the molybdenum oxides may give 
large losses of the exj)eiisive metal molybdenum in the manufacture of alloys 
with iron or steel. Ferromolybdenum (-an be prepared in electric furnace^ with 
10 to 50 })er cent, molybdenum, and at most 0*5 per cent, of carbon ; and, by 
using ferromolybdenum, the losses in the preparation of molybdenum steels are 
smaller. 8. 8. Steinberg and P. 8. Kusakin, 0. J. Steinhart, R. Pazaiid, 
F M. Becket, R. M. Keeney, F. Peters, W. Guertler, G. P. Scholl. P. (iirod, 
.1. Pokorny, G. and E. Stig, and W. Borchers and R. W. Stimson prepared alloys of 
iron and molybdenum. \\\ R. Hulbert employed the thermite process. W. P. Sykes 
prepared alloys by heating together intimate mixtures of the constituent elements 
in a powdered form such as is produced by reduction in hydrogen. The mixture 
is compressed into bars wdiich are sintered in hydrogen above 114rr until dilTiision 
is complete. The bars are quenched and aged for several days above 600°— 
vide 11, 01, 5. A. Stavenhagen and E. Schuchard obtained the alloys by the 
thermite process. V. F. Burgess and J. Aston discussed the working projierties 
of tliese allots. A. Kissock added calcium molybdate to steel. Some uses of 
molybdenum steels were discussed by M. H. Schmid, P. Oberhoffer, W. Borchers 
and R. \V. Stimson, \V. Heym, G. W. Sargent, G. T. Holloway, J. K. Smith, 
d. Escard, .1. A. Mathews, J. \V. Richards, F. W. liowe, J. \V. Evans, (\ McKnight, 
V. L. Eardlev-Wilmot, A. H. Hunter, A. Haenig, E. Lievenie, E. Schaaf-Regelrnan, 
G. Gin, P. Girod, W, Venator, and G. Surr. 


Fio. 465.-—The Diffusion of Molyb¬ 
denum in Iron. 

G. Grube and F. Lieberwirth, N. Ag^eff and M. Zamotorin, and J. Laissus 
discussed the diffusion of molybdenum in iron. Fig. 455 has a selection from the 
results of F. Lieberwirth. The alloys were described by J. L. Gregg and H. W. Gillett. 
H. Lautsch and G. Tammann made a partial study of the binary system and 
found a eutectic with 43 per cent, molybdenum at 1360°. The breaks in the 
cooling curve indicated that a compound is formed which decomposes slowly at 
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Fig. 450.—Equilibrium Diagram of 
the Iron-Molybdenum Alloys. 
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higher temp. The compound does not form mixed crystals with iron, and pro¬ 
bably not with molybdenum, but the metals themselves form two series of mixed 
crystals. W. P. Sykes’ diagram modified by T. Takei and T. Murakami is shown 
in Fig. 456, When alloys with up to 24 per cent. Mo are quenched from the 
solidus temp., large polyhedral grains of the solid soln. are formed; if cooled at a 
moderate rate, a second phase— iron tritadimolybdide, Fe 8 Mo 2 —-appears, either as 
small globular grains, or as needle-like crystals. E. Vigouroux, and A. Carnot 
and E. Goutal observed the existence of this compound in alloys of iron and 
molybdenum free from carbon. T. Takei and T. Murakami also found a solubility 
of the e-phase in the a-phase, BG, corresponding with 6 per cent, of molybdenum 
at room temp., and 38 per cent, at the eutectic 1440°. They observed solid phases 
named respectively a-, y-, 8-, and S'-; and in addition to iron tritadi- 

molybdide, they found iron xnolybdide» FeMo, exists as the T^-phase, and it is 
formed by the peritectic reaction : melt+ 8'^17 at 1540°, and it decomposes by a 
eutectoidal reaction, into the c- and S-phases at about 1180°. According 

to T. Takei and T. Murakami, the tritadimolybdide forms the e-phase, and it is 
formed by the peritectic reaction: melt 4 -T 7 ™€ between 1450° and 1500° on cooling, 
and it forms a eutectic with the a-phase. They also studied the lowering of the 
critical points of iron by molybdenum. H. Scott observed that molybdenum has 
but a slight effect on the temp, of transformation of martensite to troostite. 
V. N. Svechnikoff studied the y-phase. 

E. C. Bain's X-radiograms corresponded with hexagonal FeMo, and H. Arnfeldt 
observed that in the Fe-Mo system there is an intermediate trigonal phase with 
lattice parameters a=4-743 A., and c=25‘63 A., or c: a=5*40. The crystals have the 
composition of iron tritadimolybdide, Fe 3 Mo 2 . H. Lantech and G. Tammann 
studied the microstructure of the alloys more or less carburized. W. P. Sykes 
observed that BG denotes the solubility curve of molybdenum in iron between 
400° and 1440°. The eutectic is made up of iron tritadimolybdide and the sat. 
solid soln. of molybdenum in iron, and in alloys quenched from just below 1440°, 
it appears as a fine network, while with slower cooling, it has a distinctly lamellar 
structure. The solid soln. of molybdenum in iron is 24 per cent. Mo at 1440° and 
7 per cent, at 600°. As the proportion of molybdenum rises above 35 per cent., 
massive areas of the tritadimolybdide appear. An alloy with 53 per cent, of 
molybdenum, when heated over 5 hrs. at 1450°-!500°, consists of only one phase, 
the tritadimolybdide. This alloy i.s jK)rou 8 , due to the vol. shrinkage accompany¬ 
ing the formation of this compound in the solid state. This alloy is non-magnetic, 
those with less molybdenum are magnetic. When alloys with 50 to 90 per cent, 
molybdenum are heated above 1540°, the tritadimolybdide dissociates into an 
iron-rich liquidus, and a solid soln, of iron in molybdenum. DE represents the 
solubility curve of iron in molybdenum. The line MHN is drawn through the 
Ar 4 - and Ars-points during (pooling. The point marks the change from y-iron, 
with its face-centred cubic lattice, to a-iron, with its body-centred cubic lattice ; 
and Ar 4 represents the change from 8 -iron with its body-centred cubic lattice, to 
y-iron, with its face-centred cubic lattice. The addition of 3 per cent, of molybdenum 
to iron lowers the Ar 4 -point from 1400° to 1230° ; and raises the Ar 3 -point from 
890° to 980°. The addition of molybdenum in iron thus tends to ])revent tlie change 
from a- to y-iron or from 8 - to y-iron in heating through Ar 3 or cooling through 
Ar 4 respectively ; that is, additions of molybdenum to iron progressively restrict 
the range of temp, in which y-iron is stable, until, with 4*0 to 4*5 per cent., the body- 
centred form prevads exclusively at temp, below the solidus. P. Oberhoffer 
observed a simUar restriction of the range of y-iron with 5 per cent, of silicon, but 
F. Wever placed it at 1*8 per cent, of silicon. F. Wever also found the restriction 
occurs with about 2 per cent, of tin ; E. Maurer, with 2*5 per cent, of vanadium*; 
E. C. Bain, with about 14 per cent, of chromium; and W. P. Sykes, with about 
6 per cent, of tungsten. T. Takei and T. Murakami found that with alloys having 
over 63 per cent, of molybdenum, there is an eutectoidal change, 8 '=S-+- 7 y, at about 
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1500®. The A 2 -arre 8 t is slightly lowered by increasing proportions of molybdenum. 
S. Curie observed that the temp, of magnetic transformation on the heating curve 
is 720° to 730°, and the magnetic properties are regained on the cooling curve at 
683° to 689°. H. C. H. Carpenter gave for the critical ranges on the cooling curve 
of molybdenum steels: 


c 

Mo 

Initial Temp. 


Critical rangeH 


0*28 

0-95 

1020° 

812^-870° 

759°-744° 

688^-668' 



1260° 

83()°-730‘^; 

617°-573° ; 

546°^523‘ 

0*57 

9*25 

900° 

— 

768^-724^^ 

688°-618' 



1200° 


783°-70(j'’ ; 

592'’-385' 


Molybdenum is more powerful than tungsten in its action on iron. Less than 1 
per cent, of molybdenum causes a widening and an alteration in the character of the 
critical ranges. Mild (juenching in an air-blast caused the complete or almost 
complete suppression of the critical range. T. Rwinden found tliat for alloys up to 
8 per cent, molybdenum, if the initial temp, has not exceeded a certain minimum 
temp., normal points are obtained in the recalescence curves on cooling, and these 
are independent of the rate of heating, or time of soaking. The low temp, of 
recalescence is below the Acj-point with 8 per cent, molybdenum low-carbon steels. 
If the low temp, of recalescence has been exceeded, the normal Ar|-point is lowered 
or split, and as the temp, increases, assumes a definite low position. There is in 
some cases an intermediate zone in which an equilibrium exists between the two 
points even with fairly slow heating, and a 2 hrs.' soaking. The position of the lowered 
recalescence temp, is a progressive function of the molybdenum-content, being 
more easily effected as the proportion of molybdenum increases, but a higher temp, 
and longer soaking is necessary to produce the full lowering effect. The temp, 
which first affects the point, and also that which ])roduces the maximum lowering 
effect, is slightly higher as the carbon-content increases. The low temp, is not 
disturbed by slow cooling or arrested cooling at about 8(X)° if the steel has been 
previously heated at 1200°. The recovery of the normal point is effected by repeated 
heating to below the lowering temp. It is not easily effected by a single slow heating 
and soaking. The normal Aci-point is found on heating, and no new point has been 
observed corresponding to the lowering temp. The subject was discussed by 
H. J. French, F. Lepersonne, and G. Burns. 

E. Vigouroux obtained iron tritadimolybdide, Fe 3 Mo 2 , as an insoluble residue 
from alloys with 50 per cent, molybdenum. It>8 sp. gr. is 9*16 at 0°. It is attacked 
slowly by chlorine at ordinary temp., and vigorously at 250° ; oxygen, sulphur, 
and water-vapour react at a red-heat. 8oln, of hydrochloric and hydrofluoric 
acids, as well as gaseous hydrogen chloride, have no appreciable action, but the 
compound is readily attacked by hot, cone, sulphuric acid, by dil. nitric acid, and 
by iodine suspended in water. Potassium hydroxide has no action in soln., but 
reacts readily in the fused condition. As indicated above, this compound was 
prepared by A. Carnot and E. Goutal: and W. P. Sykes observed the conditions 
under which it is formed, Fig. 456. No other compound appears on the thermal 
diagram, but E. Vigouroux wiid that iron hemimob^bdide, Fe^Mo, of sp. gr. 8-90 
at 0°, is obtained by the action of hydrochloric acid on alloys with less than 46*16 
per cent, of molybdenum ; iron molybdide, FeMo, of sp. gr. 9 01 at 0"', from 54 
to 63 per cent, alloys ; and iron dimolybdide, FeMo 2 , of sp. gr. 9*41 at 0°, from 
64 to 77 per cent, alloys. The existence of these three molybdides has not been 
confirmed. For the cementation of these steels, vide supra. 

A. Carnot and E. Goutal found that molybdenum steels with 1 •7-2*3 per cent, 
of carbon contained the iron molybdenam carbide, FegC.MooC. P. Williams 
prepared the same compound. J. 0. Arnold and A. A. Read analyzed the residues 
obtained by treating molybdenum steels with acid, and found that with the 0*78 C 
and 2*43 Mo steel, the residue corresponds with 6FeC, Fe 8 Mo 3 C ; with the 0*75 C 
and 4*95 Mo steel, 7Fe3C, 3 Fe 3 Mo 3 C, 2C; with the 0*71 C and 10*15 Mo steel, 
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FesC SFeoMooC C- with thp 0'79 C and 15-46 Mo steel, FcsG, SFesMosC; and with 
the 6-82 C and’ 20-70 Mo steel, Fe,Moj,C. F. R. Morral and co-workers, and 
V. Adelskold and co-workers observed the formation of tlie molybdenum iron 
iritacarbide, FesMoaC. The observations of H. Lautsch and (J. Tainmann, and 
of W. P. Sykes, show that a part of the molybdenum in iron forms only one 
compound, and the remainder forms mixed crystals with the iron; in the presence 
of carbon, there may be formed the mixed crystals of iron and molybdenum 
—molybdenoferrite ; iron molybdenum carbide ; iron tritadimolybdide ; and in 
hardened steels, molybdenum-austenite or martensite in which, with lii^her pro¬ 
portions of molybdenum, iron molybdenum carbide can he recognized; while, with 
annealed steels, intermediate forms between martensite and jiearlite can also be 
recognized. L. Guillet found that the pearlitic steels have 0-20 per cent, of (’arbon 
and less than 2 per cent, of molybdenum, or 0*80 per cent, of carbon and less than 
1 per cent, of molybdenum ; and the carbide stools have a doulilc carbide with 
over 2 per cent, of molybdenum and 0*20 per cent, nf carbon, and over 1 per cent, 
of molybdenum with 0*80 per cent, of carbon. A. M. Porlcvin su])j)osed that tht‘ 
double carbide is found in steels with over 5 per ceid. of molybdenum and 
0*2 per cent, of carbon; and with above 2 per cent, of molybdenum and ()'8 per 
cent, of carbon. H. le Ohatelier supposed that the molybdenum is isolated in the 
mass of the metal as a solid soln.; and 0. Boudouard, and C. A. Edwards made 
a similar assumption with respect to the existence of tungsten in tungsten steels ; 
but measurements of the electrical resistance —tnde injfra—do not favour this 
hypotliesis. C. A. Edwards supposed that the carbon exists as iron carbide. 
J. S. de Benneville prepared the complex iron chromium molybdenum carbide, 
Fe 7 (CroMo) 8 (. 4 , and called it wahlife. F. Boll, H. Sawamiira, and F. L. Poorian 
found that molybdenum partly decomposes and partly preserves the cementite 
in cast iron. J. W. Donaldson studied the action of molybdenum in cast iron. 

T. Swinden suggested that the molybdenum occurs in annealed steels as a 
compound of iron and molybdenum, and not in simple solid soln. When tlie steel 
is heated, the Fe 3 C goes into soln, at Acj, and unless the lowering temp.- vide 
supra —is exceeded, is re-precipitated at the normal Arj-temp. on (ooling. If the 
steel be heated beyond the lowering temp., the condition of the molybdenum 
compound behaves as if it passed into soln. The separation of Fefrom this soln. 
takes place at a lower temp, than the normal Ar^. The actual temj). de]>ends on the 
cone, of the molybdenum soln. When the steel has been cooling beyond the lowering 
temp., and then re-heated, the molybdenum gradually re-assumes its original 
condition if the temp, does not exceed that producing tlie lowering. When this 
change is complete, the normal Ari-temj). is regained in the cooling curve. 
T. Swinden also observed that specimens quenched from 800" contain normal 
martensite indicating that the carbide is partially soluble at this temp. Molybdeiiuni 
steels quenched from 1200° are less easily attacked by acid, and in the case of 
certain steels with the higher proportions of carbon and molybdenijm, they show 
white polyhedra. The structure of specimens heated to 1200°, and quenched at 
600°, is essentially the same as that of those quenched at 1200°. Samples which 
have been air-cooled from 1200° show martensite and troostite, and the proportion 
of martensite is greater, the greater the pro|)ortion of carbon and molybdenum. 
J. 0. Arnold said that a true molybdenum steel is formed when 18*3 per cent, 
of molybdenum and 0*7 per cent, of carbon are present. The 100 per cent, pearlitc 
then consists of 24Fe+Fe3Mo3C. The subject w^as discussed by G. W. Sargent, 
and E. L. Reed. 

E. C. Bain di.scussed the X-radiograms ; and E. P. GhartkofF and W. P. Sykes, 
the changes in the lattice parameters in solid soln. The scleroscopic and BrinelFs 
hardnesses of molybdenum steels, measured by T. Swinden, are indicated in 
Table LXXVI. The normalized .steel was obtained by heating it for 15 minutes at 
900°, and free cooling in air. T. Swinden also examined the file hardness of 
molybdenum steels. W. P. Sykes found that the Brinell hardness of iron increases 
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Percent ago 
compoaltion 


Brinell's Hardness 


Scleroscopic hardness 


(J 

-T 

Mo 

An- 

nenleil 

Normal- 

izod 

Hard¬ 

ened 

and 

tem¬ 

pered 

Quen¬ 

ched 

800” 

Quen¬ 

ched 

1200° 

Air¬ 

cooled 

from 

1200° 

An¬ 

nealed 

Nor¬ 

malized 

Hard¬ 

ened 

Tem¬ 

pered 

OH) 

103 I 

99 

116 

241 

220 

332 

143 

11 

13 

33 

27 

0 44 

1-05 

131 

228 

287 

387 

444 

330 

13 

23 

46 

37 

0*87 

1-02 

228 

302 

418 

600 

— 

460 

23 

32 

61 

44 

1-21 

1*09 

207 

321 

612 

652 

— 

477 

22 

34 

61 

45 

(>•25 

2-18 

116 

170 

387 

217 

375 

— 

16 

18 

36 

36 

0-44 

2*18 

143 

217 

444 

246 

444 


18 

21 

47 

39 

0-88 

219 

207 

302 

612 

600 

— 

— 

22 

29 

62 

47 

1*21 

211 

196 

340 

612 1 

1 652 1 

— 

— 

1 22 

37 1 

69 

48 

l-3(> ! 

2-54 

196 

332 

532 

267 1 

— 

— 

I 26 

36 1 

61 

44 

019 

4-11 

116 

170 

286 

293 1 

375 

— 

17 

18 1 

31 

28 

0*41) 

4*01 

143 

228 

444 

.361 

481 

— 

! 18 

27 ' 

52 

43 

0-8G 

4-00 

179 

321 

512 

627 I 

j — 


1 20 

34 

62 

44 

1-06 

4 02 

196 

340 

632 

600 ‘ 

' — 

— 

23 

! 38 

68 

48 

013 

8*01 

143 

163 1 

163 

166 

220 

137 

16 

16 

16 

15 

0*30 

8*17 

143 1 

196 1 

351 

179 1 

1 460 

411 

18 

25 

33 

30 

0-44 

811 

156 

236 

444 

228 1 

1 612 

430 

18 

23 

40 I 

39 

0*77 

7-83 

170 

286 

612 

477 

' 6(K) 

578 

! 20 

36 

66 

42 

M2 

7-92 

187 I 

340 

612 

— 

1 — 

655 

22 

40 

68 . 

46 


continuously with the addition of molybdenum up to about 40 per cent, by weight. 
The hardness of molybdenum is increased at a more rapid rate by the addition of 
iron up to about IT) per cent. Tlie hardness of some of the alloys, water-quenched 
from just below the solidus, is increased by as much as 250 per cent. ])y ageing at 
temp, between f)(K)'' and In tempering or ageing at certain given temp, the 

hardness reaches a maxinniin and then decreases as ageing is prolonged. Tlie higher 
the temp, of the agoing above a certain minimum temp., the more rapidly the hard- 
ne.ss increa?»es, but the lower is the maximum hardness attained. A shrinkage in 
vol. occurs during the ageing process, and, in general, its maximum coincides 
with that of the maximum hardness developed by ageing. The subject w’as dis¬ 
cussed by G. (Jrube and F. Lieberwirth, and M. Ballay ; and E. K. Smith and 
II. C. Aufderliaar observed that the BrinelPs hardness, and tensile strength of 
cast iron were increased by adding 0 to 3*1 per cent, of molybdenum, but the 
machinability was decreased. G. Tammann and V. Caglioti discussed the recovery 
of hardness after cold-work. 

Observations on the meclianical properties were made by W. von Lipin, 
J. K. Smith, K. llelmhacker, P. Marsich, S. B. Ritchie, A. L. Colby, L. Cam- 
predon, A. Rys, R. A. Hadfield, H. J. French, W. N. Bratton, K. Taniguchi, 

J. V. Emmons, E. L. Henderson, J. Cournot and J. Challansonnett, E. C. Clapp and 
F. C. Devereaux, H. J. French and T. G. Digges, P. Promper and E. Pohl, 
F. L. Coonan, E. K. Smith and H. C. Aufderhaar, \V. Liestmann and C. Salzmann, 
E. E. Thum, R. C. Good, A. L. Norbury, E. Kothny, J. H. Kiister and C. Pfannen- 
vschmidt, I. Musatti and G. Calbiani, (k H. Lorig and F. B. Dahle, K. H. Muller 
and E. Piwowarsky, J. E. Hurst, E. L. Henderson, W. H. Phillips, A. C. Pruliere, 

K. Piwowarsky, P. Blum, 11. Fleck, O. Smalley, A. Campion, A. M. Portevin, 
and L. Guillet. The subject was summarized by H. W. Gillett and E. L. Mack. 
According to L. Guillet, the pearlitic steels have a high tensile strength and 
elastic limit which increases regularly with the percentage of molybdenum; 
while the elongation and resistance to shock diminish a little, but preserve high 
values. The carbide steels liave a tensile strength and elastic limit which increase 
with the percentage of molybdenum ; the elongation and reduction of area are 
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low; while the brittleness increases with the percentages of carbon and molybdenum. 
The effect of heat-treatment resembles that with the tungsten steels —vide infra. 
T. Swinden obtained the results indicated in Tables LXXVII and LXXVIII. 

Table LXXVII. —Elastic Limit and Tensile Strength of Molybdenum Steel. 


Percentage 

composition 

Elastic limit (tons per sq. In.) 

Maximum stress (tons per sq. In ) 

C 

i 

Mo 

As roUed 

1 

1 Annealed 

1 

Normal- 
; ired 

Hardened 

and 

tempered 

As rolled 

Annealed 

1 

1 Normal- 
1 Ized 

1_ 

Hardened 

and 

tem|)ered 

0-19 

1-03 

22-40 

, 13-90 

22-29 

21-04 

83-52 

26-15 

30-22 

40-24 

0-41 

1-05 

34-40 

1 18-36 

37-81 

75-28 

54-40 

35-71 

1 62-44 

94-00 

0-84 

1-02 

52-00 

1 2600 

46-77 

86-48 

80-0 

64*06 

67-66 

107-36 

1-27 

1-09 

— 

26-05 

52-18 

91-04 

68-67 

42-66 

70-96 

124-56 

0-25 

2-18 

— 

14-10 

29-24 

51-62 

52-5 

29-05 

40-63 

76-40 

0-44 

2-18 

— 

19*38 

36-67 

66-56 

67-4 

36-73 

49-30 

94-40 

0-88 

2-19 

57-6 

24-46 

51 24 

79-84 

88-8 

47-80 

71-53 

116-44 

1-21 

2-11 

75-6 

27-55 

63-40 


96-8 

42-60 

85-71 

120-96 

0-19 

4-11 

33-64 

1 14-05 

1 28-39 

29-68 i 

53-2 

28-30 

1 38-15 

39-36 

0-49 

4-01 

63-6 

1 18-85 

, 36-17 1 

62-40 1 

84-0 

34-40 

1 53-51 

84-32 

0-89 

4-00 

— j 

i 20-60 

! 68-20 1 

91-04 1 

102-8 

42-10 

i 47-62 

115-20 

1-06 

4-02 

80-32 

1 19-00 

: 60-69 

119-20 

106-8 

41-50 

1 79-85 

126-00 

0-13 

8-01 

1 

18-60 

26-11 ! 

24-00 1 

41-2 

35 30 

1 36-46 

36-64 

0-36 

8-17 

_ 1 

16-50 

31-46 

33 68 ' 

66-2 

34 40 , 

, 45-80 

47-04 

0-44 

8-11 

68-80 [ 

17-25 

38-16 , 

34 72 1 

96-0 

37 15 1 

52-28 

56-88 

0-77 

7-85 , 

66-66 , 

20-15 

41-29 : 

96-86 1 

86-66 

39 10 j 

65-42 

no 40 

1-12 

7-92 ' 

84-80 1 

21-80 

66 37 * 

“ 1 

109 60 

41-20 1 

90-30 1 

80 0 

1-36 

2-54 

76-80 1 

21-00 

— ! 

1 

1 

82-24 

40-00 ' 

53-06 ' 

— 


Table LXXVIII. —Elongation and Reduction of Area of Molybdenum Steel. 


Percentage 

compoeition 


Percentage elongation on 2 inn 


Percentagi reduction of area 


c 

j Mo 

1 As rolled 

I 

1 

1 Annealed 

Normal- , 
' Izetl 1 

0-19 

! 103 

33-31 

36 5 

35 6 ' 

0-41 

1-05 

1 19-6 

25-0 

20-1 

0-84 

1-02 

1 14-4 

17-22 

13-2 

1-27 

1-09 

1-0 

5-55 

10-9 

0-25 

2-18 

1 2106 

33 3 

30-0 

0-44 

2-18 

1 16-7 

27-7 1 

23 4 

0-88 

2-19 

12-1 

18-8 

13-8 

1-21 

2-11 , 

7-04 

9-4 

3-92 

0-19 

4-11 

21-7 

42-7 

29-0 

0*49 

1 4-01 

13-5 

28-3 

22-0 

0-86 

1 4-00 

8-0 

206 

14-5 

1-06 

4-02 

10-56 

16-5 

10-7 

0-13 

8-01 

25-7 

3M 

29-8 

0-36 

8-17 

19-4 

36-6 

28-4 

0*44 

8-11 > 

19-71 

32-22 

21-7 

0-77 

1 7-86 ' 

9-85 

22-2 

15-7 

M2 

7-92 

8-46 

16-1 

12-77 

1-36 

2*64 

2 11 

17-22 

0-4 


Hardened 

and 

tempered 


27*4ti 

14- 08 
9-15 

4- 92 

15- 49 
14-08 

5- 63 

30-20 ! 
11-26 > 
4-22 ’ 
7-04 
30-9 
25-3 
21-1 
7-74 


nil 


As rolled 


64-32 I 
49-23 
34-36 
2-02 
57-0 
46-41 

32- 07 i 
9-6 

62 71 

33- 81 

17- 27 

18- 40 
52-22 I 
46-89 I 

34- 00 1 
18-40 

16-40 

2-4 , 


Annealed 


66-75 
39 2 
22-25 i 
7-5 i 
62-5 
44-3 ' 

27-5 ! 

13-5 I 
72-5 
52-0 j 

34- 0 
20-5 
58-75 
68-23 
57-5 

35- 5 
24-0 

7-5 


Normal¬ 

ised 

Hardened 

and 

1 tempered 

73-0 

1 68-4 

49-3 

' 49-2 

27-9 

; 25-2 

17-8 

12-0 

64-2 

( 54-4 

56-5 1 

1 47-2 

32-6 

12-0 

2-84 

— 

63-6 

64-0 

62-9 

41-6 

38-6 , 

4-8 

22-0 1 

23-2 

59-5 

65 6 

57-5 

54 4 

39-0 1 

49-2 

38-9 

23-2 

16-1 

— 

1-6 1 

nil 


The rolled steels are not closely comparable, because of variations of treatment in 
the mill; but the influence of molybdenum in rendering the steel susceptible to 
cold-working is clearly shown. The annealed steels diminish in strength and ductility 
as the molybdenum increases from 1 to 8 per cent. This is very marked with steels 
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having 0*9 per cent, or more carbon. The normalized steels are only slightly 
influenced by molybdenum. As the proportion of carbon increases, the influence 
of molybdenum is more marked. It produces an appreciable increase in tenacity 
with only a slightly reduced ductility. The effect of molybdenum on hardened 
and tempered steels is very marked, resulting in high tenacity with considerable 
elasticity. The most promising results are jobtained with the series containing 
1 and 2 per cent, molybdenum. T. Swinden observed no evidence of the softening 
of any steels by quenching as reported by L. Guillet for double carbide steels. 
W. P. Sykes found that the tensile strength, like the hardness, increases with ageing 
or tempering ; a decrease in ductility accompanies the increase in tensile strength. 
The development of secondary hardness in these alloys is accompanied by the 
precipitation of the compound Fe 3 Mo 2 . The particle-size of the separation remains 
sub-microscopic until the hardness has passed through its maximum value and has 
fallen off considerably. C. L. Clark and A. E. White measured the effect of temp, 
on the tensile stren^h. T. Swinden found that the bending tests show up the 
brittleness of the high-carbon annealed bars; and, in general, they confirm the 
tensile tests. Molybdenum does not greatly increase the resistance of steels to 
alternating stresses with any heat-treatment. The annealed series gave fair 
results with a low percentage of carbon, but poor values with a high proportion 
of carbon notwithstanding the low tensile values. Crushing tests show that the 
molybdenum slightly stiffens the steel, but the effect is not marked. W. Giesen 
found that with molybdenum steel having 0 to 4 per cent, of molybdenum and 0-3 per 
cent, of carbon, or 0 to 2 per cent, of molybdenum and 0*95 per cent, of carbon, gave 
results apj)roxiniating to those furnished by additions of tungsten so far as tensile 
strength, elastic limit, elongation, hardness, and brittleness, when the ratio of added 
molybdenum is to tungsten as 1 : 2*225. F. Robin observed that the addition of 

1 to 2 j)er cent, of molybdenum in 0*8 per cent, carbon steels makes the resistance 
to crushing low, and it is about 5 kgrms. per c.c. at 1100°. The effect of 
molybdenum on cast iron, etc., was studied by F. L. Coonan, H. M. Boylston, and 
J. li. Jennings and E. L. Henderson. 

T. Takei and T. Murakami observed an abrupt dilation in alloys with less than 

2 per cent, of molybdenum ; this is due to the a^y change. The dilation is not 
observed in alloys with over 4 per cent, of molybdenum. In the alloys containing 
more than 7*5 per cent, of molybdenum quenched at a high temp., an abrupt 
change at about 700°- 720° is observable during heating, the magnitude of the dilation 
increases with the molybdenum-content. This change may also be attributed to 
the gradual deposition of the €-phase from the supersaturated a-solid soln. F. Wvist 
and co-workers found the mean sp. ht. of molybdenum steel between 0° and 6° 
up to 1500°, to be 0*06162-|-O*O4lO990, and the true sp. ht. at 0°, is 0*06162 
-f0*042198r. 

According to T. Takei and T. Murakami, no marked change was observed in the 
effect of temp, on the electrical resistance of annealed specimens of iron-molybdenum 
alloys, except a slight bending and a break which is attributable to the change in 
solubility of the c-phase. If, however, the specimens, consisting of the a- and 
e-phases, are quenched from a high temp, they show an abrupt change in the electrical 
resistance on heating them at about 700°, and the greater the molybdenum-content, 
the more conspicuous is the change. This abnormal change corresponds with the 
deposition of the c-phase, from a supersaturated a-solid soln. According to 
H. le Chatelier, the electrical resistance of steel is only slightly influenced by the 
addition of molybdenum, and this is taken to mean that the molybdenum is not 
dissolved in the iron. Some observations were made by A. M. Portevin ; and 
T. Swinden obtained the results indicated in Table LXXIX. A. M. Portevin gave 
3*4 microhms per cm. cube for the increase in the resistance of iron produced by 
1 per cent, of molybdenum. T. Swinden added that the influence of molybdenum 
on the annealed steels depends on the carbon-content. In the 0*20 per cent, carbon 
series, there is a slight increase with increasing proportions of molybdenum ; in the 
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0-45 per cent, carbon series, the resistance is unaffected; and with 0-9 to 1-20 per 
cent, carbon, there is a distinct decrease. Samples quenched at 800 give a resistance 
in agreement with the assumption that the carbon is in soln., and tbe molybdenum 
not in soln. ; but samples quenched at 1200°, indicate that a considerable proportion 
at least of the molybdenum is in solid soln. G. Tammann and V. Caglioti 
discussed the recovery of the resistance after cold-work. E. L. Dupuy and 
A. M. Portevin found the thermoelectric force of molybdenum steel against copper, 
expressed in millivolts, to be : 


c . 

019 

016 

0-14 

0-29 

0-77 

0-81 

0-81 per cent 

Mo 

0-4o 

100 

2-20 

4-60 

0-60 

1-21 

1-98 

Anucalodj 

1000 

10-80 

10-70 

8-60 

4-50 

4-70 

6-20 

8*3o 

7-70 

7-80 

6-30 

3-00 

3-20 

4-30 

Hardened 


10-00 

8-00 

10-10 

7-92 

(-12-0) 

3-98 

_ 4-40 
- 0-50 

_ 

MO 

0-10 


G. Tammann and E. Setter found that the electrode potentials of the alloys 
in 0 *liV-H 2 S 04 show that they are electronegative to molybdenum with up to 
65 per cent, of that element, and beyond that slightly electropositive. 

Table LXXIX. —The Electrical Hesistakc'e of Moiaiidencm Steels. 


Percentage composition Electrical resistance in uilcrolim* per cm. cube 


I 


C 

i Mo 

As rolled 

Auneakd 

1 

Xorinullifd 

Hardened and 
tempered 

( 

0-195 

1-030 

14-18 

13-48 

14-51 

14*22 

0-445 

1-054 

17-40 

14-77 

16-55 

16-86 

0-809 

1-018 

21-00 

18-55 

20-47 

20-25 

1-215 

1-096 

23-10 

19-54 

20-32 

2M5 

0-246 

2-176 

18-66 

13 55 

16-73 

17-93 

0-442 

2-181 

20-66 

14-97 

16-42 

19-47 

0-883 

2-186 

22-90 

16-13 

18-80 

20-10 

1*210 

2-109 , 

24-80 

18-47 

21-72 

20-80 

0-190 

1 4-110 I 

20*22 

14-95 

16-40 

19-12 

0*487 

! 4-009 ! 

24-60 

14-89 

1 16 39 

1 19-52 

0-865 

4-002 ' 

25-70 

15-53 

18*42 

1 19-88 

1*060 

4-019 * 

27-10 i 

16-92 

19-37 

1 19-78 

0*135 

8012 

25-83 

23-70 

' 25-76 

25-25 

0*361 

8-167 

19-00 

15-32 

, 17-20 

18-79 

0*445 

8-107 

28-00 

14-38 

16-79 

19-06 

0*776 

7-847 

27-40 

15-38 

17-87 ; 

19-92 

M25 

7-920 

22-60 

16-13 i 

18*86 ‘ 

19-50 

1-360 

2-540 

31 30 

20-13 ; 

1 

21*79 

22-40 


S. Curie found that molybdenum increases the coercive force and residual 
magnetism of steel, so that molybdenum steels make excellent magnets. Thes(' 
steels lose their magnetic qualities between 700° and 750°, and regain them on cooling 
at a temp, rather lower than that at which the loss occurs on heating. T. Takei 
and T. Murakami's observations on the intensity of magnetization in different 
fields are summarized in Fig. 457. By the addition of molybdenum, the intensity 
of magnetization is gradually decreased ; the amount of decrease is small in the 
range of alloys consisting of the a-phase alone, whereas in those consisting of tlic 
two phases, a and c, the decrease is conspicuous. For annealed specimens, the 
intensity of magnetization decreases gradually with the rise of temp., and ra})idly 
at the critical point, which is only slightly lowered by the addition of molybdenum. 
The change at the critical point decreases in amount as the molybdenum-content 
increases, up to 50 }>er cent., owing to the fact that tbe magnetic a-phase m 
the specimen d^'^rcases and the non-magnetic c-phase incTcases. Quenched 
specimens, w^ith over 6 per cent of molybdenum, i.e. consisting of the two phases 
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a and €, at room temp., show u higher intensity of magnetization in the heating 
curve than in the cooling—that is, the intensity of magnetization of the quenched 
specimen decreases on annealing, the amount of the decrease being much greater 
on increasing the mol^^bdonum-content and raising the temp, of quenching. This 
fact may be explained as follows : As mentioned above, in an annealed state the 
intensity of magnetization of alloys gradually decreases in the case of those consisting 
of the a-phase alone as the molybdenum content increases, while in alloys consisting 
of the a- and €-phases the decrease is conspicuous, owing to the increase of the non¬ 
magnetic c-phase. If the specimen is quenched from a high temp., the a-phase 
increases in amount, dissolving the c-phase in supersaturation, and hence, the 
intensity should be increased, owing to the decrease of the non-magnetic phase. 
If, however, the specimen is heated, the e-phase is deposited from the super¬ 
saturated a-phase, and hence, the intensity should be decreased, owing to the increase 
of the non-magnetic phase. The amount of deposition is greater, as the molyb¬ 
denum-content increases and the quenching temp, rises. The intensity of 
magnetization of these quenched specimens gradually decreases at first with the 
rise of temp., and an abnormal change, or an increase of the intensity, takes place 
at a temp, above 700°. The amount of the abnormal change increases as the 
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Fig. 40)7. --Tho IntcnsitN of Magnotizaiion of the iron-Molybdenum Alloys in 
l)ifforent Magnetic Fields. 


molybdenum-content increases, and also with rise of quenching temp. From the 
cliange of microstructure of the quenched specimen on heating, it is definitely 
inferred that the abnormal change of magnetization is to be attributed to the 
deposition of the €-phase—that is, if the quenched specimen is heated to about (S00°, 
the c-phase separates extensively, whereas no change is observable if the heating 
temp, is less than 650^. Since the magnetic critical point of the a-phase is gradually 
lowered with the increase of the molybdenum-content, it is probable that the critical 
point of the supersaturated a-phase would be lower than that in the sat. state, 
and hence, the subsequent heating of the quenched specimen, or the deposition of 
the c-phase, should result in the rise of the critical point. Hence, the abnormal 
change observable on the heating of the quenched specimen may be attributed to 
the superimposed effect of the following two factors. The decrease in the 
magnetization begins at the lower temp, in the quenched specimen, owing to the 
lowering of the critical point. If, however, the deposition of the c-phase occurs, the 
critical point rises and the magnetization should be increased. \C^hen the deposition 
is completed, the change of the intensity is that of the sat. a-phase and it rapidly 
falls at the critical point. Besides these changes, there is a small increase in the 
intensity of magnetization above 100°. This is attributed |o the removal of strains 
acquired during quenching. The magnetic properties of molybdenum steels were 
studied by T. Takei, E. Uerold, and A. F. Stogoff and W. S. Messkin ; and the 
effect of cold-work on the magnetic properties— supra, iron- —by W. 8. Messkin. 

E. Martin studied the absorption of hydrogen and nitrogen by molybdenum 
steels. J. A. N. Friend and C. W. Marshall tested the effect of molybdenum on the 
VOL. xin, ^ 
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corrodibility of steel, and concluded that (i) molybdenum up to 4 per cent, does 
not exert any n\arked influence on the corrodibility of steel by tap-water, salt soln., 
and dil. sulphuric acid. The results with 0-5 per cent, sulphuric acid are nearly the 
same as the mean of those with other corroding agents. The resistance of steel to 
corrosion by alternate wetting and drying, increases with the percentage of carbon, 
but increasing the proportion of molybdenum increases the corrosion. Hence, the 
presence of over 1 per cent, of molybdenum is undesirable where steels have to 
resist corrosion, L. Aitchison found that the addition of molybdenum to carbon 
steel results in a definite increase in corrodibility by tap-water, 3 per cent, sodium 
chloride soln., and 1 and 10 per cent, sulphuric acid, until a high proportion of 
molybdenum—approximately 15 per cent.—has been added. W. A. Dew and 
H. 8. Taylor studied the adsorption of ammonia in the alloy ; and S. Satoh studied 
the nitridization of these steels by heating them in ammonia at 560^^ to 580°. The 
corrosion of the alloys was studied by G. Tammann and E. Sotter, H. J. French, 
C. Duisberg, W. Oertel and K. Wiirth, W. Guertler and T. Liepus, F. Lieberwirth, 
and J. S. de Benneville. H. Endo, Fig. 459, found for the losses, in grams per sq. 
cm., during 5 hrs.’ action, at ordinary temp., with alloys containing 0*27 to 0-34 
per cent, of carbon, and 

Molybdeniun . 2-()5 3-00 

|HjS 04 . 0 00564 000449 
Loss HCl — 0 00114 

(HNO, 007891 007652 

G. Grube and F. Lieberwirth's values for the number of milligrams of iron (dotted 
lines, Fig. 458), and of molybdenum (continuous lines) dissolved per sq. mm. in 

24 hrs., at 20°, by O LV-HCl and 
per sq. cm. of surface, are summarized in P'ig. 
458. J. G. Thompson and co-workers studied 
the action of aq. soln. of urea and of ammonium 
carbonate. M. Wiessner studied some copper- 
molybdennm-iron allosns ; R. Scherer, some 
tungsten-vanadiam-iron alloys ; F. T. Sisco 
and D. M. Warner, M. Baer, K. F. StarodubotT 
and F. M. Gorbacheva, H. Franz, K. H. Muller 
and E. Piwowarsky, A. C. Pruli^re, W. Rohn, 
and C. F. Wurth, the chromiom-molybdenum- 
iron alloys ; W. H. Gunningham and J. S. Ash¬ 
bury, alaminium - chromium - molybdenum- 
iron alloys ; W^ Guertler and T. Liepus studied 
the corrodibility of the iron-molybdenum- 
vanadium allosrs (52 : 20: 28); and W, Kahlbaurn and L. Jordan, vanadium- 
chromium-mo^bdenum-iron alloys ; A. Rys, H. J. French, and J. S. de Benneville 
prepared some molybdenum-chromium steels, and the cornxiibility of the iron- 
chroniium-molybdenum alloys was studied by H. (\ Cross, C. N. Dawe, T. (i. Digges, 

H. J. French and W. A. Tucker, M. A. Grossinann, W. Guertler and T. Liepus, 
W. Oertel and K. Wiirth, E. W . Pierce, V. and G. Prever, H. B. Pulsifer and 
0. V, Greene, and C. F. W^iirth. T. L. Robinson investigated the endurance 
qualities of these steels ; and M. Okochi and co-workers found erosion to be severe 
in guns made from molybdenum steel. 

J. J. and F. de Elhuyar 26 prepared a dense, greyish-white, hard, iron-timgst60 
alloy, OT Jerrotungsten, ip 1783; nearly half a century later, P. Berthier obtained an 
alloy approximating Pe^jW, which he said is a whiter grey colour than iron ; is 
brilliant, hard, and more brittle than ca.st iron ; has a lamellar structure, and 
contains bubbles or j)ores. H. de Luynes prepared various kinds of damasked steel 
with up to 1 per cent, tungsten. According to L. Gruner, M. Koeller and J. Jacob 
first prepared tungsten steel about 1855; and about this time, too, F. Mayr 



P’lG. 458.—The Solubility of Iron- 
Molybdenuni Alloys in Acids. 


5*10 

0-00295 

0-00062 

0-06317 


8-51 

0-00190 

0-00048 

0-06200 


13-25 

0-00232 

0-00035 

0-05785 


17-02 

0-00289 

0-00070 

0-05622 


25-08 

0-00223 

0-(KK)47 

0-02775 


31-49%. 

0-00324 

0-(K)032 

0-02033 
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obtained tungsten steel on a commercial scale. In 1857, R. Oxland obtained ferro- 
tungsten by heating wolframite with charcoal in a closed crucible ; and adding the 
resulting powder of tungsten, iron, manganese, and carbon to molten iron or steel. 
In 1857-59, R. F. Miishet prepared ferrotungsten which he employed for making 
tungsten steels ; and in 1860, A. Delvaux de Fenffe described the use of tungsten 
'par VarnHioratioH de lacier et de la fonte de fer. In 1860, M. Siewert, and 
F. A. Bernoulli described the properties of a number of tungsten alloys ; and, 
in 1867- 69, P. le Guen reported attempts made to use tungsten steel rails. Observa¬ 
tions were reported by T. Kellermann, 

R. Volkmann, ¥. Kick, R. N. Riddle, 

J. E. T. Woods and J. Clark, and H. A. Le- 
vallois. In 1886, G. Heppe emphasized 
the need for studying the tungsten steels. 

He said,that improved rails, railway axles, 
and cutting tools can be obtained by add¬ 
ing a small proportion of tungsten to steel. 

V. Leepin, in 1897, examined some me¬ 
chanical pro})ertie8 of tungsten steels. The 
manufacture was described by G. Surr, 

C. K. Schroder, J. B, Nau, K. P. Grigoro- 
vitch, G. T. Holloway, W. Heym, G. and 

K. Stig, W. Bore hers and It. W. Stimson, 

F. V. A. H. Lantsberry, E. (\ Bain and 
Z. Jeffries, M. A. Grossmann, J. W. Weitzenkorn, H. K. Ogilvie, A. H. d'Arcambal, 

S. S. Steinberg, F. Peters, J. K. Smith, G. A. Meerson, H. W. Hutchin, 
R. (\ McKenna, R. M. Keeney, J. W. Richards, J. Kscard, (\ McKiiight, 
F. M. Becket, R. Cazaiid, H. G. Batcheller and J. 0. Kelley, W. H. Wahl, J. Castner, 
P. Girod, P. Oberhoffer, O. J. Steinhart, E. Vigouroux, P. Muller, W. Venator, 
A. Haenig, W. Giesen, J. Percy, P. Nicolardot, and R. A Hadheld ; and the 
general uses and pro})erties of the alloys were described by J. Ohly, W. Guertler, 
A. C. Ross, II. Altertlium, H. Behrens and A. R. van Linge, and E. Lievenie. 

.1. Laissus, G. Grube, G. (Jrube and K. Schneider, N. Ageelf and M. Zaniotorin, 
and W. Geiss and J. A. M. van Liempt discussed the diffusion of tungsten in iron. 
H. List said that the two metals do not form true alloys. The preparation of ferro¬ 
tungsten has been discussed in connection with the preparation of tungsten. 
Portions of the equilibrium diagram were studied by H. Harkort, who obtained 
alloys by melting ferrotungsten and iron in magnesia crucibles. He found that 
the temp, of the transformation of a-iron into jS-iron was not influenced by the 
addition of tungsten : but the temp, of the transformation of )3-iron toy-iron ri.ses 
rapidly from 871'’ for iron to 933^ for an alloy with 10 per cent, of tungsten. Solid 
soln. were formed, and evidence wa.s obtained of the separation of a compound of iron 
and tungsten from solid alloys rich in tungsten ; the compound being in soln. when 
the alloys are quenched from a high temp. G. Grube and K. Schneider found that 
the diffusion coeff. of tungsten in iron at 1280'", 1330and 1440° are respectively 
3-2x10“®, 21x10”®, and 26xl0~® per sq. cm. per day. D. Kremer made some 
observations on the solid soln. of tungsten in iron, and of iron in tungsten. 
K. Bornemann constructed a hypothetical diagram based largely on H. Harkort’s 
obBervationa ; and K. Honda and T. Murakami proposed a possible equilibrium 
diagram based largely on a inicrovscopical study of the alloys. This was discussed 
by A. Hultgren, and modified by S. Ozawa. The modified diagram is shown in 
Fig, 460, where it is assumed that iron hemitungstide, FeoW, is formed in accord 
with the suggestion of K. Honda and T. Murakami, and H. Harkort. With up to 
about 10 per cent, of tung.sten, the f.p. is rai.sed a little and then gradually lowered. 
The alloy with 33 per cent, of tungsten freezes at 151(1 . The solubility curve of 
tungBtide^in ferrite is connected with the A 3 -transformation, and at ordinary temp., 
it corresponds with about 9 per cent, tungsten. A. M. Portevin obtained a lower 





Fig. 459.—The Corrosion of Molyb¬ 
denum Steels bv Acids. 
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v«hie for tlu‘ solubility. The A 2 -traiisformation ))oint, at 790"", is not affected by the 
tungsten. Tlie line is dotted in Fig. 460 because it does not represent a change of 
phase. W. }\ Sykes found rather different results ; they are summarized in Fig. 461. 
iron liolds about 3? ])er cent, of tungsten in solid soln, at 1525”, and about 8 per 
(ent. at (»()() '. The 33 per cent, alloy melts about lO"" below the m.p. of iron. An 
alloy with 33 jht cent, or less of tungsten contains large polyhedral grains of the 
solid soln.. and if cooled very slowly, another ])hase is formed. Tliis same phase 
apjH'ars if thi^ alloy be heated for some time near 12 (X)‘'; it appears scattered through 
the solid soln. : and it is probably iron tritaditangstide, FcjWo. H. Harkort 
represented this compound as a hemitiing.stide, FcoW^ vide supra. The curve 
JUr represents the solubility of tungsten or the tritaditungstide. M"hen the tungsten 
exceeds 33 per cent., this tungstide ap])ears in specimens quenched from the solidus ; 
the alloy ^^ith 49 to 31 ]H‘r cent, iron appears to be the eutectic, of f.p. 1525 to 
1527'. l.ong needles of the tungstide are formed in an excess of solid soln. with 



Fig. 460.—Equilibrium Diagram of the Fio. 461.—Equilibrium Diagram of the 
Iron-Tungsten Alloys. Iron-Tungsten Alloys. 

allov'^ haA iiiix 33 to 49 per cent, of tungsten. With high'^r proportions of tungsten, 
tlicre i.s a raj)id rise in the liquidus, so that an alloy with 55 per cent, of tungsten 
did not fuse until 1600'. The compound can be formed by lieatiug the alloy for, 
say, 20 hrs. at 1550°-1575''. As the compound forms in the solid soln., there is a 
considerable shrinkage which makes the alloy more or less porous. If the com}>ound 
be heated to 1650" or over, it is decomposed. The 62 per cent, alloy is not magnetic 
after lieating for 30 iirs. at ]55(*r. The solubility of iron in tungsten at 16(K) 
is about 1-20 per cent. The critical point Ar 4 is lowered from 1400"’ to 12iX) , 
and Ar^ raised from HOCr to 980^ by the addition of 5-5 per cent, of tungsten. 
F. KStablein said that the A 3 -transfer mat ion cannot be detected when over 5 per 
cent, of tungsten is present. S. Takeda found an c-phase corresi)onding with 

W. P. Sykes tritaditungstide ; the eutectic of the €- and S-phases lies at 33 per cent, 
of tungsten ; and the peritectic reaction in which the c-phase is formed occurs 
with alloys having over 43 per cent, of tungsten, as in S. Ozawa's diagram. Indica¬ 
tion^ of a phase r were obtained ; it may be formed pericectically from the melt 
jind tungsten or a ^-phase. T. Murakami and S. Takeda studied the formation of 
ferrite in tung.sten steels. According to H. Harkort, as the tungsten-content 
incr(‘aNCs, tJiere is a corresponding decrease in the amount of y-iron, i.e. the face- 
centred cubic iron ; and wlien the proportion of tungsten exceeds 6 per cent., 
only the body-centred cubic lattice is present at any temp. S. L. Hoyt, and 

X. II. Aall studied this subject. 

A. Larnot and E. Ooutal found that when tungsten steels are treated with dil. 
acids, there remains undi‘<solved iron tritatailgstide» FegW. This same compound 
was assumed by T. Swinden to occur in the tungsten steels. J. 0. Arnold and 
A. A. ib'ad supposed that iron hemitungstide, Fe 2 W, occurs in steels, and this 
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compound wus assumed by K. Honda and T. Murakami, and 8. Ozawa 1o be 
formed—Fig. 461. H. Behrens and A. 11. van Linge found octaliodral (Tvstals of 
Fe 2 W in ferrotungsten. T. Poleck and B. Griitzner observed trigonal, hard, silver- 
grey prisms of iron ditun^tide, Fe\V 2 , were formed in the crevices of a lump of 
iron-tungsten alloy derived from Boliemian wolfrarrjite. E. Vigouroux oldained 
iron tritadituTigstide, Fe 3 W 2 , as a residue when dil. hydrochloric acid acts on 
tungsten steel; and W. P. Sykes’ diagram, Fig. 461, shows the conditions under 
which it can exist in the steel. K. Vigouroux said that the compound forms 
brilliant plates of sp. gr. 13*89 at 0° ; it is not attracted by a magnet; it is readily 
attacked by chlorine at 350° ; by oxygen, or the alkali carbonates at a bright red- 
heat ; by potassium hydrosulphate at a dull red-heat; while acjua regia, sulphuric 
acid, and fused potassium chlorate have very little action. J. S. de Benneville, 

E. Vigouroux, and P. Berthier reported products corresponding with Ke 4 W, Fe^W, 
and Fe^W, but there is nothing to show that they are chemical individuals. The 
subject was discussed by N. H. Aall, and W. Zieler. 

E. C. Bain’s X-radiograms of the ferrotungstens corresponded with hexagonal 
carbide, FeW. H. Arnfeldt observed at least two intermediate phases in the ferro- 
tungstens, OiiC of them has a hexagonal structure, and when it is in equilibrium 
with the iron phase its lattice is defined by the parameters (7^1*727 A. and 
c -7*704 A. ; c/u d*630. Its composition corresponds to the formula FcoW. 
There are four groups of Fe 2 W in the unit cell. It seems to be unstable at higher 
temp., and has a decomposition temp, lying between 1000° and 1150\ Another 
intermediate iron-tungsten phase has a trigonal lattice with the ]>ara meters 
a -4*731 A. and c -25*76 A. ; c/a^5*44. The unit cell probably contains 40 atoms. 
Crystals of this phase have been isolated and they have a composition corre¬ 
sponding with Fe.jWo. A. Carnot and E. Goutal found that when dil. hydro¬ 
chloric acid acts on tungsten steels with 2*0 to 2*2 ])er cent, of carbon, and 6*6 to 
7*8 ])er cent, of tungsten, in the absence of air, there is formed iron tungsten 
carbide, Fei^C.WC ; and P. Williams obtained the com})lex carbide. 2FejC.3W2C, 
by heating tungsten ear])ide and iron in an electric furnace. The crw^talline 
powder is magnetic, and has at 18° a sp. gr. 13*4. It is attacked by fused potassium 
hydroxide, and is insoluble in cold, cone, hydrochloric acid. A. W(‘stgren and 
(t. Phragmen found octahedral crystals of Fe 4 W 2 C in ferrotungsten; and 

F. K. Morral and co-workers, and V. Adelskbld and co-workers observed the 
formation of tungsten iron tritacarbide, Fe^W^th W. Zieler, and F. Ka}>atz 
studied these carbides. J. O. Arnold and A. A. Head assumed that tungsten 
steels contained the complex carbide, Fe.jC.WC. W. A. Wood and co-workers 
found that the X-radiograms indicated the presence of tungsten carbide and 
of the complex carbide, Fe 4 W 2 f\ but no cementite. 8. Ozawa observed no 
evidences of this in his study of the ternary system. L. Guillet, K. Diives, and 
P. Oberhoffer and K. Daves studied the solubility curve of tungsten in the iron- 
earbon alloys. A. Hultgren assumed that the complex carbides, FeMT\ and 
Fe 2 W 2 C\ can exist in the system. The latter is stable in the presence of a moderate 
proportion of carbon, w’hile the former is easily decom})osed into the carbide, WG, 
and austenite. Low-carbon steels are supposed to contain Fe^W. Cementite is 
supposed to dissolve a certain amount of the carbide, W(\ and the ■carbide W^I’ is’ 
su]>posed to exist only in the tungsten-carbon alloy, but not in tungsten steels. 
Sudden changes in the physical properties of tungsten steels are correlated with 
changes of composition involving the passage from one side to the other of this 
limiting curve. The appearance of so-<3alled double carbides of iron and chromium 
or of iron and tungsten, observed by different workers, is attributed to the same 
cause. Small amounts of tungsten in steel raise the melting-point, but larger 
amounts depress it. For the cementation of these steels, vide supra, observations. 
The subject was studied by S. Takeda, E, Houdremont and co-workers, and 
E. L. Reed, J. S. de Benneville prepared the complex iron chromium tungsten 
carbide* Fe 7 (Cr,W)eC 4 , and called it garrisouife. 
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O. liohler concluded tiiat tiinjfstcu lowers tlie rn.p. of iron. S.^ Ozawa, 
and S. Takeda studied the thermal changes of the ternary system. Tungsten 
affects the ])osition of the recalescence points of steel as indicated by W. Sykes 
in connection with the equilibrium diagram, Fig. 461. F. Osmond observed 
that with steels carrying ii]> to 1-53 per cent, of tungsten, and u]) to 0*13 
per cent, of carbon, the positions of the Ar^- and Ar 2 -pointH remain normal; 
while Arj is lowered as the tungsten increases, provided the steel has been heated 
to a sufficiently high temp. He therefore concluded that tungsten lias no appre¬ 
ciable action on the allotropic changes of iron, but it causes the carbon change to 
occur at a lower temp, than the normal one. J. 0. Arnold found that with a steel 
carrying 0*08 per cent, of carbon and 1*41 per cent, of tungsten, the Ac^-point was 
absent, Ac., occurred at 729*^, and Acj was absent; and on cooling from 1150"^, 
Ar 3 was faint at 834"'—little below its normal position ; Ar .2 occurred at 729‘"; 
and Afi at 590*^--about 50"^ below normal. F. Osmond then noted that with 
steels having 0*13 to 0*46 per cent, of carbon, and 0-20 to 8*33 per cent, of tungsten - 
manganese about 0*25 per cent.—that if the initial temp, is not above 850", the 
curve resembles that with steels having no tungsten ; if the initial temp, exceeds 
1040", the Ari-point is sharply lowered, while the Ar^- and Ar^-points do not move ; 
if the initial temp, is 1300\ Ar^ and An, are lowered in turn, and tend to rejoin 
Arj ; while under certain conditions, Ar^ divides into two portions. (). Holder 
found that a steel with 0-85F, and 7*78W had two critical points -about 700^’ and 
550°. The former was visible if the initial temp, did not exceed 11(K)°, and the 
latter appeared only if HXX)° was passed. Both critical points apjieared m the 
interval, and both were said to correspond with the formation of pearlite. The 
tungsten facilitates this duplication of the points, and as the proportion of tungsten 
increases, a higher initial temp, is needed for the doubling, and at the same time, 
the temp, of the second recalescence point is lowered. In high-speed steels, the 
chromium and tungsten were said to lower the second recalescence point below 
ordinary temp., and thus the softening of the metal due to the formation of pearlite 
is avoided. H. Pommerenke and II. Deivert, H. Scott, P. Dejean, E. Maurer and 
W. Haufe, W. Zieler, and A. Merz discussed this subject. F. Osmond showed that 
with hypereutectoid or supersaturated steels, both tung.sten and chromium impede 
during cooling the segregation of the cenientite to such a degree that the rate of 
cooling can be neglected. The transformation points are lowered during cooling, 
even slow cooling, more and more as the original content is raised above that of 
the eutectoid. If the lowering is sufficient, the transformations remain more or 
less incomplete, and quenching is no longer necessary. The proportion of carbon 
dissolved is then a function of the temp, of heating and indirectly of the chemical 
comjwsition. The homogeneous distribution of the carbon, however, is not 
instantaneous—the dissolution on heating and its segregation on cooling are 
difficult. If the temp, is not high enough, areas of unequal carbunziition are 
produced, and if cooling then commences, each fraction acts as if it wore alone, 
and has a recalescence temp. dep)endeut on the carbon-content, so that the recal- 
escence temp, may appear doubled; and the result is dej>endent on the initial 
temp, H. Scott found that tungsten has but a slight effect on the temp, of the 
transformation of martensite to troostite. H. Sawamura, and F. Roll observed 
that tungsten promotes the graphitization of cast iron. 

H. C\ 11. (’arpenter found that when a steel containing 0-63C and 0-94W i" 
cooled from KXX)", the ranges occur in their normal positions, but when cooled 
from 1250°, tliere is a slight lowering of Arj to 664and there is a prolonged range 
from 801° to 706°. The alloy is restored to its original state at KXX) . The heating 
curve fs also dependent on the free-heating for it shows the lower range from 696° 
to 716° only after being heated to 1250°. When a steel with 0*63(J and 10*56^\ 
is cooled from 1207°, the beginning of the critical range is not lowered, but the 
lower limit droji.s about 260°. The upper range, Ar^js, is quite distinct. The drop 
in temp. (K’curs only with the lower limit, thus widening the range. The results 
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are the same whether the alloy be cooled at once from the given temp., or after 
soaking for a long time at that temp., showing that not many minutes are neces¬ 
sary for equilibrium to be attained. Fairly wide differences in the rate of cooling 
gave similar results. H. C. H. (Carpenter concluded that the action of tungsten 
or molybdenum consists in hindering or preventing changes in the iron-carbon 
alloys which result in the softening of the material. Air-quenched high-speed 
alloys consist almost entirely of white polyhedra resembling austenite. T. Swinden 
found that below a certain initial “ lowering temp.,” all the steels examined have 
the same critical points as carbon steels. In steels below 0*35 per cent, carbon, 
heating beyond this initial temp, lowers Ari to a definite low point; Arg is practi¬ 
cally unaffected ; and Ar 3 is gradually suppressed in its normal position, but 
appears again below At 2 forming the upper maximum of the low point. With 
between 0-35 and 0*9 per cent, carbon, Ar^ is first lowered, and then increased* 
heating displaces Ar 3,2 towards Arj ; beyond ()*9 per cent, carbon, the Ar 3 , 2 , 1 - 
point is lowered as a whole by heating beyond the lowering temp., and produces a 
single low point. As the carbon increases, a higher initial temp, is needed for the 
critical lowering to be effected. The low point is practically constant at STO"" for 
3 per cent, tungsten steels. The rate of cooling does not affect the position of the 
low point after lowering has once taken place. The range of the repalescence is 
not merely widened, but the critical point is at a distinctly lower temp. At Acj, 
on heating, a change of a similar nature to the carbon change occurs ; and at the 
critical lowering tern])., a further change in constitution occurs, the reverse of 
which is at the low point. No recalescence occurs at the critical lowering temp. 
The microstructiire, cooling curves, and hardness of the tungsten steels confirm 
these conclusions, and indicate that the critical lowering temp, marks a definite 
reaction in which the tungsten is involved. 

As a working hypothesis, H. H. Carpenter attributed the low point in 
tungsten steels to a special carbide containing iron, and either tungsten or manganese, 
or both ; and C. A. Edwards concluded that the low point is not the Arj or the 
iron carbide change depressed by tungsten, but is due to the slow formation at 
1200^ of a tungsten carbide which has a critical temp, quite independent of Ar^. 
T. Swinden concluded that the similarity in the form of the cooling curve from 
1200° to the curve from 1X)0°, the maximum intensity of the low point at 0*9 per 
cent, carbon, and the general evidence of the microstructures indicate that the 
low point is not due to the deposition of a tungsten carbide or of a double or triple 
carbide. The low temp, change in the 3 per cent, tungsten steels is really a 
separation of cementit^ from decomposing martensite. It is assumed that iron 
tungstide, FcgW, is formed in the mass and thus passes into soln. at the lowering 
temp., and the carbide, Fe 3 C, is dissolved in this soln. The iron tungstide does 
not separate until the low point is reached, and the carbide, Fe 3 C, immediately 
follows. The increased electrical resistance beyond the lowering temp, is due to 
the increase in the proportion of dissolved impurity. S. N. Brayshaw discussed the 
range of the Ac^-arrest; and W. Eilender and co-workers, the temper hardness. 

L. Guillet found that tungsten steels with 020 per cent, of carbon are pearlitic 
with less than 9 per cent, of tungsten, and show carbide formation with over that 
proportion of tungsten ; while the steels with 0*80 per cent, carbon are pearlitic 
with less than 4*5 per cent, of tungsten and shovr carbide formation wdth over that 
proportion of tungsten. Quenching exerts the same effect on pearlitic steels as it 
does on ordinary carbon steels, but the difference which exists between the 
]>roperties of the steel as annealed, and as quenched, is the more marked as the 
proportion of tungsten becomes greater. Quenching at 850° produces in steels 
containing a double carbide an exceedingly fine martensitic structure, and leaves 
H portion of the carbide nndissolved, if the percentages of carbon and tungsten are 
hnrly high. The higher the quenching temp, above 850°, the lower the proportion 
of carbide remaining unaltered by <|uenching. Quenching raises the tensile 
iitrength, elastic limit, and hardness. Steels containing the double carbide are 
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superficially affected by liquid air-quenching ; somewhat coarse needles of marten¬ 
site are formed when the steel is heated to near 100° and subsequently cooled in 
air. Annealing slightly softens all tungsten steels, and furthers the formation of 
grains of carbide. By suitably case-hardening a pearlitic tungsten steel, it is 
possible to cause the double carbide to appear even when the percentage of carbon 
in the outer layer is below 0*85 per cent. J. 0. Arnold said that a true tungsten 
steel is formed, with 100 per cent, pearlite, when 11*3 per cent, of tungsten and 
0*72 per cent, carbon are present. The pearlite consists of 26Fe+WC. J. P. Gill 
and L. D. Bowman, P. Oberlioffer and K. Diives, and K. Daves studied the 
structure of these steels. 

R. A. Hadfield observed that the fracture of cast, and of forged, unannealed 
pieces with a low content of carbon up to 0*20 per cent, changes when about 
1*49 per cent, of tungsten has been added, when it becomes finely crystalline. The 
fine grain increases with increasing proportions of car\)on and tungsten, so that 
when the carbon exceeds about 1 per cent., the fracture becomes silky, and this 
peculiar fracture is not possessed to the same degree, if at all, by other steels. 
Tlie molten metal is only slightly less fluid than ordinary steel. The malleability 
when hot is fairly good, but not equal to that of ordinary commercial steel, and 
some difficulty was experienced in forging some of the bars with a rather low 
proportion of manganese. The presence of tungsten—-as well as of manganese, 
chromium, silicon, aluminium, and nickel— in an iron alloy greatly hinders or 
prohibits the welding of the metal. (\ F. Burgess and J. Aston discussed the 
working properties of the iron-tungsten alloys. 

A. Westgren and A. Almin calculated from the X-radiogram data that the 
vol. per atom of alloys of iron and the contraction are as follow ; 

Tungsten . .0 13*3 40 100 atom |>or cent. 

Volume per atom . . 11*70 12*42 12-48 ir)*4i) A®. 

Contra<‘tion . . . — 4-3 — 

A. Osawa and S. Takeda studied the X-radiograms of the alloys and their carbides. 
Z Nishiyama found the lattice parameter, a ; the sj). gr. ; and the elastic modulus, 
E kgrms. per sq. cm., at 13*6° to 15*6°, to be : 

VV . . 1 2 3 4 T) 6 7 7 per fcut. 

a . . 2*801 2*866 2*866 2*866 2 868 2-863 2*860 2*860 A. 

Sp.gr. . 7*9112 7*9577 7*9895 8*0430 8*1005 8*1008 8*1495 8*2119 

A>l0-«. 2*164 2*157 2 153 2*174 2*101 2-134 2*085 2*150 

— tide infra. E. C. Bain, and E. P. (’hartkof! and W. P. Sykes measured the 
lattice parameters of the solid soln. K, A. Hadfield found the sp. gr. of an alloy 
with 0*15 C and 0-20 W to be 7-676 ; with 0-21 () and 1-49 W, 7*683; with 0-28 ( ' 
and 3*40 W, 7*792 ; with 0*46 C and 8-33 W, 8-109 ; and with 0*78 and 16*18 W, 
8*602. W. Brown found with 016C, 0*11 Mn, and 1*0 W, the sp. gr. and sp. vol. 
were respectively 7*9365 and 0*12600, with 0*28 (’, 0*28 Mn, and 3*5 W, 8*0645 and 
0*12400 ; with 0*38 C, 0*20 Mn, and 7*5 W, 8*2918 and 0120f)0 ; and with 0*76 (\ 
0*28 Mn, and 15*5 W, 8*7720 and 0*11400. With up to 15 per cent, of tungsten, 
therefore, the sp. vol. decrease.s by 0*0009 c.c. per 1 j»er cent, of tungsten. 
A. S. Townsend found the sp. gr. of tungsten steels to vary with the proportion of 
contained tungsten in the following manner : 

Sp. gr. . 8*60 8*63 8*66 8*69 8*72 8*75 8*78 8*80 

W . 15*92 16*53 17*14 17*76 18*37 18*98 19*59 20*00 per cent. 

with an error of ±0*30 per cent. F. Stablein found that the sp. gr. of the tungsten- 
iron alloys increases by 0*048 for every 1 per cent, of added tungsten. C. Bene¬ 
dicks and co-workers, J. 0, Arnold, and B. Simniersbach made some observations 
on this subject. C. Benedicks studied the sp. vol. 

R. A. Hadfield made some observations on the luirdness of tungsten steels 
quenched from 750°, 950°, and 1200° in cold water. Observations were also made 
by C. A. Edwards, W. Zieler, 0. Bohler, H. Scott, G. Mars, K. Taniguchi, etc. 
W. P. Sj'kes observed that Brineirs hardness increases continuously with the 
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addition of up to about 50 per cent, of tungsten. The hardness of some alloys 
when water-quenched^ from is increased as mucli as 130 per cent, by 

annealing at 6(X) ~7(X)°. In the annealing at a given temp., a maximum hardness 
is attained, and this decreases as the annealing is prolonged. The higher the 
temp, of annealing above a certain minimum temp., the more rapidly the hard¬ 
ness increases, but the lower the temp, at which maximum hardness is attained. 
The development of the secondary hardness is accompanied by the separation 
of iron tritaditungstide. Fide infra. Table LXXXII, for some data. F. Osmond 
observed that a steel with 0'48C and 6*0 W, remained soft when slowly cooled 
from a^ white-heat, and had an arrest between 505^ and 485°, but when heated 
at 555 , it became. glass-hard. L. Guillet found that with pearlitic steels, the 
hardness increases rapidly as the proportion of tungsten is raised; and with the 
carbide steels, the hardness increases as the proportion of carbon is raised. No 
self-hardening was observed, but T. Swinden observed that self-hardening occurred 
with a 3 per cent, tungsten steel, and a high initial temp. S. N. Bravshaw 
found that a 1 *19 0 and 0-57 W steel, when quenched from 731°, which is below 
the Iiardening teni]). 738°, did not increase in hardness, but other steels heated 
a))ove the Iiardening temp, for It) mins., and then kept from 30 to 240 mins, 

below the hardening temp, and quenchecl in water, were hardened. Thus, with 

the first heating at 760°, and the second at 731° for 30, 120, and 240 mins., the 
Brinell 8 hardnesses were respectively 6(X), 477, and 241, and the scleroscopic 
liardnesses resjiectively 103, 88, and 53 ; again, with the first heating at 890°, 
and the second at 725°, for 30, 120, and 240 mins., the Brinell's hardnesses were 
respectively 418, 207, and 187 ; and the scleroscopic hardnesses respectively 82, 
51, and 38. The transformation from the hard to the soft state is completed 
within a range of six degrees of the hardening temp. ; the hardening temp, is 
represented by an arrest on tlie heating curve ; if the quenching temp, is over 
20 or 30 above the hardening temp., the steel becomes softer. E. G. Herbert, 

W. r. Sykes and A. ('. Ellsworth, H. B. Pulsifer, and L. Grcnet discussed the 

Iiardening of these steels. G. Tammann and V. Gaglioti discussed the recovery 
of the hardness after cold-work. E. (’. Be in and Z. Jeffries suggested the follow¬ 
ing ex])lanatioii of the red-liardness of these steels : 

1 he changes which cause tlie martensite in (‘arbon steel to soften are grain-growth of 
tlie ferrite and growth of tlie earbidt' }>articl6‘s above critical size. Similar changes in liigh- 
speed steel take ]»laco only at a red-heat. The outstumlmg reasons for the retention at 
red-ljcat of fine grains in the ferrite of high-s[K*ed steel are the incn'ased resistance to 
growth, due to tlie elements in atomic dispersion in tla* ferrite and the copious presento 
of obstructing carbide particles. The n*ason for retention at red-heat of carbide particles 
of critical size* is the grt^at stability of the iron-tungsten carbide and the large size of the 
tungsten atom. The gix'at stability of tliis double carbide favours its formation to the 
exclusion or elimination of otlier carbides when the necessary atoms are available. The 
large size of the tungsten atom prevents its diffusion in the ferrite space-lattice until a 
tenqierature corrcsjsmding to a red-lieat is reached. The double carbide is an intermctallic 
compound, which owes its existence entiredy to t rystallization. The formation of a 
})article of this carbide, Ihert'fore, requires n number of tungsten atoms, whieli must be 
supjdied by diffusion through the ferrite lattice. The precipitation and growtli of the 
double carbide in qu«»nelied }iigh-sp<'eil steel at a liiill rt'd-hcat is, therefore, somewhat 
com])arabIe to the precipitation and growth of cementite in quenched carbon stool below 300*^. 

A. M. Portevin found that the hardness of tungsten steel increases with the 
(pienching temp., and with the time of heating at this temp. Thus : 


Per cent 

TuiigsUui 


HarJiK-ss 

mIu h (luriulu-il from 

Uurdne.>s when 

Carbon 

lu-aud 

WHC 



annealed 

009 

530 

r 

210 

203 


158 


1 30 

284 

289 

f 

OOC 

13-54 

j y 

192 

183 

291 1 

180 


130 

212 

2iH) 

3]5\ 

0-70 

10-29 


200 

501 


223 


130 

473 

(i(H> 



0(J6 

15-03 


414 

664 

766 ] 

265 


\ 30 

670 

695 




6J4 moRflANrc ACT mmmm cmumRY. 
t»::sT'ra SC'A'V,™ «,i f. <■, k*,. c»n^:: 

C Seiiers T G. 3f. Nakamura, and J. L. Gre^g and L W. Kuttner. 

■ In his experiments on the effect of alloying different iuet«/s with steel, 
R. F. Mushet, about J868, observcAi that while ordinary steel is hardened by 
abrupt cooling from a red-heat, as it is quenched in water, some bars of steel 
alloyed with tungsten seemed to have the property of becoming hard after heating, 
without the usual quenching. Indeed, the unquenched tungsten steel was harder 
without the usual quenching than ordinary steel which had been quenched. 
Hence, K. F. Mushet investigated this alloy with the idea of producing a superior 
tool steel which could be employed for cutting at speeds above those at which 
ordinary steel tools become overheated by friction near the cutting edge, with a 
consequent drawing of the temper, the rubbing away of the edge, and the ruin of 
the tool. It was soon found that the cooling of the bars of the tungsten steel 
exposed in a draught of air gave a better steel than if cooled where there was no 
draught ; and still better results were obtained by cooling the metal in an air- 
blast. The composition of one of R. F. Mushet's steels is (\ 2*0 ; W, 5*0 ; Ct, 0*5 ; 
Mn, 2*5 ; and Si, 1*3 per cent., and a steel of this character is sometimes known as 
a Mushet steel. The steels were then called self-hardening steels, and also air- 
hardening steels. M. A. Grossmann and E. C. Bain, and D. M. Giltinan discussed 
the history of these steels. O. M. Becker gives the following for the percentage 
composition of self-hardening steels : 
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One sample was reported with 4-58 per cent, molybdenum. The excellence of the 
steel is dependent on the care exercised in subjecting it to the required heat- 
treatment when it is being prepared. F. W. Taylor, and others observed that the 
capacity of these self-hardening steels for cutting at high speeds is considerably 
enhanced when subjected to a heat-treatment at temp, which would ruin ordinary 
steels. The superheated steels, in fact, stood up to their work much better than 
when given the usual treatment. In fact, it was found that the heat-treat meat 
could be carried up to nearly the m.p. and it would give better results than when 
the temp, of the heat-treatment is lower. Beyond 925°, a slight increase in the 
hardening temp, raises the cutting power in an extraordinary way. Hence the 
term high-spe^ steels, and rapid steels. The high-speed steels are partially 
self-hardened. 0. M. Becker gave for the comjKjsition of high-speed steels : 
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The vanadium was found in three of the steels analyzed. The difference between 
the self-hardening and the high-speed steels is more of degree than kind, so that 
the Mushet steel becomes a high-speed steel if it has been subjected to the super¬ 
heating proces.s. In ordinary steel, the austenitic structure can be obtained only 
under sjiecial conditions, because it change.s so raipidly to the martensitic structure. 
Martensite, however, passes into pearlite comparatively slowly. The martensitic 
structure is obtained by suddenly quenching the metal from a bright red-heat. 
Martensite is hard and brittle, so that for the sake of durability some hardness is 
sacrificed by tempering the metal so as to let it down to any degree towards the 
pearlite stage where the metal is soft and tough. The presence of tungstcui hinders 
the passage from austenite to pearlite, so that in order to obtain the pearlite 
structure in the presence of, say, 7 |) 0 ’' cent, of tungst^in, the (ooling must be 
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extremely slow. Martensite is not stable in ordinary steel unless the metal is kept 
cool. In the presence of over 7 per cent, of tun^^sten, the stability of martensite 
becomes so great that the steel can be heated above the ordinary tempering heats 
before the martensite begins to change into pearlite. 

J. H. Andrew and (J, W. Green, A. H. d'Arcambal, J. O. Arnold and oo-workers, 
a, Auchy. H. W. Baker and A. H. (Jibson, H. K. Barry, O. M. Becker, A. K. Beilis, 0. Bene- 
dicks, C. H. Benjamin, P. Berjr, F. Bischoff, P. Blum, O. Bfthler, W. V. Brandt, S.N.Bray- 
Bhaw, L. P. Breckenridgo and H. B. Dirks, G. R. Brophy and R. H. HarriiiKton, W. Brown, 
A. Campion, JI. C. H. Carpenter, J. Castner, H. le Chatelier, C. Codron, A. L. Colby, 

C. E. Coraon, C. l^ay, P. Dejean, L. Deinozay. M. Denifl, J. W. Donaldson, F. W. Duesing, 

H. Eckardt, W. Eilender and co-workers, P. Eyerniann, H. Fleck, E. L. Frentdi, H. J. French 
and J. Strauss, G. Gabriel, F. L. Garrison, G. Gherardi, J. P. Gill and M. A. Frost, J. P. Gill, 

D. M. (Jiltinan, C. S. Gingrich, J. M. Gledhill, P. (ioerens, R. C. Good, A. W. F. Green, 
M. A. Grossmann, M. A. Grossmann and E. C. Bain, R. A. Hadfield, A. Hanig, 
G. Hailstone, O. E. Harder and H. A. Grove, D. Hattori, A. Heller, R. Helrnhocker, 

E. G. Herbert, H. D. Hibbard, J. M. Highducheck, H. H. Hill.R. Hohage and A. Griitzner, 
R. Holiage and R. Rollett, K. Honda and T. Matsushita, E. Houdremont and H. Kallen, 
G. J. Horvitz, J. E. Hurst, Z. Jeffries, J. A. Jones, L. M. Jordan, W. Kahlbaum and 
co-workors, K. Kellermann and O. Schliessmann, S. Keni. F. Kick, A. H. Kingsbury, 
P. Kirwadi, G. Klein and W. Aicholzer. E. Kothny, F. C. A. H. Lantsberry. J. W. E. Little- 
dale, P. Mabb, R. C. McKenna, P. Marsieh, J. A. Mathews, E. Maurer and W. Haufe, 
E. Maurer and G. Schilling, (». Z. Nesselstrauas, J. Miley, K. H. Muller and E. Piwowarsky, 

I. Musatti and C». Calbiani, J. T. Nicholson, A. L. Norbury, E. R. Norris, G. L. Norris, 
W. Oertel and E. l^akulla, W. Oertel and F. POlzguter, H. K. Ogilvie, F. Osmond, 
A. K. Page, C. Pendlebury, E. Piwowarsky, F. POlzguter and W. Zieler, H. Pommerenke 
and R. DewerC F. Rapatz, F. Rapatz and H. Kallen. F. Rapatz and H. Pollack, F. Beiser, 
E. \V, Rettew, E. L. Rliead, K. D. Rogers, H. W. Rushmer, K. Sasagawa, G. Schlessinger, 

E. Schulz and co-workers, H. Scott, F. Seiler, B. F. Shepherd, K. Sievers, O. Smalley, 
K. K. Smith and H. C. Aufderhaar, J. Spiiller, A. Stockall, M. Vasvari, J. Wagner, 

F. Walker, J, W. Weilzenkom, W. H. Wills, A. J. Wilson, A. D. Wilt, W. Wrazei, W. Zieler, 
and E. Zingg and co-workers made observations on the mechanical pro|)erties of tungsten 
kUk^Ih, V. Ehrncke studied the influence of silicon and manganese on the propertit*s of 
hlgh-8fHH^d 8t<H‘L 

F. Robin studied the acoustic properties of tungsten steels. F. W. Harbord 
said that additions of up to 1-5 per cent, of tungsten had no appreciable effect on 
the mechanical properties of mild steel. Z. Nishiyama s observations on the elastic 
modulus are indicated above, L. Guillet observed that the pearlitic tungsten 
steels had a tensile strength and elastic limit which becomes higher in proportion 
as the percentage of tungsten increases, while the elongation, reduction of area, 
and resistance to shock diminish as the proportion of tungsten rises. With the 
carbide steels, the tensile strtmgth and elastic limit vary little with the proportion 
of tungsten, if anything they diminish. They become higher as the proportion 
of carbon increases. W. P. Sykes found that the tensile strength is affected by 
annealing very like the hardness, and that a decrease in ductility accompanies an 
increase in tensile strength. T. Swinden's results on normalized steel are indicated 
in Table LXXX. Tlie tests show the toughening influence of tungsten as the 

Table LXXX.— Mkchanioal Properties of Tungsten Steel. 


]*erc«*ntage c 

C ; 

'ompositioii 

W 

Klantic 
limit 
(tons per 
sq. In.) 

j 

' Maximum 
stresR 
' (tons per 
' sq. in ) 

Elongation 
(i)er cent. 

In 2 in.) 

Reduction 
of area 
(iK-r cent.) 

Compression 
(l>cr ctmt. , 
under KK) 
tons per 
8 < 1 . in.) 

Alternating 

stress 

(alter¬ 

nations) 

-i 

0144 

3-25 

24-44 

.34-27 

28-5 

62-8 

50-50 

218 

0-218 

3-24 

25-27 

33-10 

27-5 

61-0 

1 50-66 

226 

0-270 

j 2-92 

29-(M> 

30-30 

24-1 

50-8 

' (53-0) 

232 

0-480 

3-11 

41-54 

53-75 

16-0 

45-6 

34-82 1 

06 

0-530 ! 

1 3-18 

45-08 

1 55-82 

1 16-0 

47-0 

31-83 ' 

104 

0-57() 

3-17 

' 44-56 

1 57-76 

14-5 

44-2 

31-04 i 

92 

0-890 

3-08 

48-87 

; 62-00 

13-|) 

29-2 

25-80 I 

42 

1-07 

3-09 

40-37 

50-82 

{ 15-6 

28-2 

30-24 ' 

30 

1-24 

3-02 

46-10 

56-00 

, 9-5 

16-9 
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proportion of carbon increases. The compression is rather less than is usual 
with steels without tungsten. Tungsten imparts no beneficial influence to the 
resistance of steel to repeated impact. An average boiler-plate gives about 350 
alternations. K. Honda and T. Terada gave for the coefF. of elasticity, A", 
of tungsten steel from 1 - 928 x 1012 yvith a load, 1758 grms. per Sip mm., to 
1-945x1012 with a load of 11,523 gnus, per sq. mm. The coefl. of rigidity is 
0-608x1012 at 14-0°. For the effect of magnetization on the elastic constants, 
vide infra. W. Giesen observed that pearlitic steels with 0 to 15 per cent, of tungsten 
and 0*3 per cent, of carbon, or 0 to 8 per cent, of tungsten and 0-95 per cent, of 
carbon, show an increase in tensile strength, limit of stretch, and breaking load with 
increasing proportion of tungsten, but the ductility diminishes. The hardness 
is generally a little greater than carbon steels with the same proportion of carbon. 
The brittleness remains unchanged even when the proportion of tungsten is 15 or 
18 per cent, m the presence of respectively 0-3 and 0-95 per cent, carbon. With 



Firs. 402.—The EIa8tieit\ of Tuiigst<‘ri 
Steels. 



Fi<i. 403.- 7'ho Rigidit}' of Tnrig^ton 
St€M Is. 


this high proportion of tungsten, the only properties that vary are elastic limit, and 
ductility, which increase but slightly, aiul breaking load, which rises with the content 
of carbon and tungsten. Pearlitic steels with 0*25 per cent, carbon and over 
9 per cent, tungsten, or 0*85 jier cent, of carbon and over 4 per cent, tungsten, 
increase in hardness as the proportion of tungsten rises. Tungsten steels with 
double carbide attain sufficient hardne.ss only when the carbon content is high, 
but the great fragility remains the game. (\ L. (’lark and A. E. White measured 
the effect of temp, on the tensile properties ; V. Plhincke studied the effect of 
nickel and manganese on high-speed steels. R. A. Hadficld observed no abnormal 
behaviours when the steel is cooled to —182''. The observations of K. Honda 
and T. Matsushita on the modulus of elasticity and rigidity of tungsten steels, in 
dynes per sq. cm., are summarized in Figs. 462 and 463. The dotted curves refer 
to steels heated to IKX)"^ and quickly cooled, and the maximal values due to the 
presence of carbide, as in the conductivity-concentration curves. ¥. Pblzguter and 
W. Zieler studied the effect of annealing on the properties of tungsten .steels. 

K. Honda and T. Matsushita measured the coeff. of thermal expansion, and 
the results at 100°, 500°, and 850° are shown in Fig. 464. The values at KKT 
and 500° resemble the conductivity curves (g.v.). Here there are two maxima, 
one corresponding with the presence of the double carbide. F. Stablein found 
that the mean coeff. of thermal expansion decreases with increasing propor¬ 
tions of tungsten ; and the heat conductivity is but little affected by increasing 
proportions of tungsten. The electrical and thermal conductivity curves are 
shown in Fig. 465. The samples were annealed at 9(K)° and then slowly cooled 
to room temp. 

Generally speaking, a metallic compound has a less conductivity for electricity 
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and heat than one of its components ; thus cementite, tungsten carbide, and the 
double carbide all possess much less conductivity than pure iron. Hence, as the 
content of tungsten increases, the conductivity of the tungsten steels increases in 
virtue of the diminution of cementite, and decreases owing to the increasing 
content of tungsten carbide, and of double carbide and tungstide. The 
variation of the conductivities of the tungsten steels with the cone, of tungsten 
is then the resultant of these eifects. But in steels wliose tungsten-content is 
less than 5 per cent., the quantity of tlie double carbide is large as compared with 
other compounds, and therefore the variation of the conductivities is principally 
effected by the double carl^ide. The quantity of the carbide increases from zero, 
reaches a maximum at 1*84 per cent, of tungsten, and then decreases ; hence, with 
the addition of tungsten, the conductivities must at first rapidly and afterwards 
slowly decrease, until they reach a minimum at 1-84 per cent, of tungsten and then 
slightly increase. These theoretical conclusions are in exact agreement with the 
observed facts. The steady decrease of the two conductivities after reaching 


Fer ^tnc targsten 

l uj. 4(>4.“ The TlnTinal Expansion Fio. 4(»5.~ The Thermal and Electrical 

(’nivcs of Tnnyston Steels. Condurtiv itics of Tungsten Steels. 

a small maximum, as actually observed, is attributed to the increasing content 
of tungsten carbide and tungstide at the cost of pure iron. In the series of tungsten 
steels containing 0*3 per cent, of carbon, the quantities of the carbides are only 
half as large as in the former series. Hence, the minimum and maximum in the 
(onductivity-conceiitration curves in this series must be much less conspicuous 
than in the last case; this conclusion also agrees with the observed facts. 
W. Brown found that the sp. ht. of a 016C, 0*11 Mn, and TOW steel is 0*1162 : 
0-28 C\ 0*28 Mn, and 3-5 W, 0*1136; 0*38 C, 0*20 Mn, and 7*5 W, 0*1100; and 
0-76 (\ 0*28 Mn. and 15*5 W, 0*1041. There is an increase in tlie sp. ht. of steel 
by 0*0028 by the addition of 1 per cent, of tungsten, and with 3*5 per cent,, the 
^p. ht. is the same as that of iron ; while with the addition of 15 per cent., the sp. 
lit. is lowered 0*0093. F. Wust and co-workers gave for the mean sp. ht. between 
0^ and up to 1500", 0*03325-f 0*00000107^ ; and for the true sp. ht. at 
003325-f0*(X)rHK)2Hf?. 

Observations on the electrical resistance, /?, of tungsten steel were made by 
W. F. Barrett and co-workers, L. Guillet, 0. Boudouard, etc. W. F. Barrett 
and co-workers gave T1 microhms, and A. M. Portevin, T5 microhms per cm. cube 
for the increase in the resistance of iron produced by I per cent, of tungsten. 
F. Stablein found that the sp. resistance increased linearly with u]) to 7 per cent, 
of tungsten, and then remained nearly constant. A. M. Port-eviu gave for the 
resistance, li microhms per crn. cube, for steels with less than 0*28 per cent, of 
carbon : 

w . o-4i O-O.H l-T.'i 00 ll SO 14*37 20 71 27*or» jkt (vnt , 

^inorrnal 12S I3*r> 1.58 25-3 20-9 22*0 23 1 20 7 

tquonched . 13-8 14-3 17 1 23*4 24-5 24 (i 25-3 Jo-h 
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For the electrical conductivity, vide Fig. 465. The results agree with C. Bene 
dicks’ formula with up to 7 per cent, of tungsten, indicating that the tungsten 
is in solid soln. With 0*8 carbon steels ; 

W . 0-40 0-95 2*75 4-68 9*99 14-75 19-25 per rent. 

p( normal . 22-4 20-9 24-3 28-1 26-9 26-5 25-3 

^Iquenrhed . 39-1 39-6 40-9 41-2 39-5 32-3 31-0 

The agreement with C. Benedicks’ formula with up to 5 per cent, of tungsten is 
taken to mean that this amount of tungsten is in solid soln. H. le Chatelier found : 

0-6C, 5 0W 0*76 C, 2-7 W. 

Quenching . 760° 800° 850° 1100° 730° 780° 850° 1100° 

B . . 21 0 29-4 31-5 37-8 25-9 29-6 31-5 35-2 

The increased resistance on quenching beyond the lowering temp, agrees with the 
assumption that a tungsten compound passes into soln This was also observed 
by T. Swinden, who obtained : 


c 


0-144 

0-218 

0-27 

0-48 

0-53 

0-57 

0*89 

1-07 

w . 

3-25 

3 24 

2-92 

3-11 

3-18 

3-17 

3-08 

3-09 


annealed 

17 31 

17-50 

— 

18-87 

18-40 

18-56 

17*64 

16-97 

R< 

normalized . 

16-68 

17-03 

17-63 

19-12 

18-46 

19-98 

18-76 

18-43 


hardened 

19-24 

19-33 

20-20 

23-87 

25-64 

26-68 

36-6 

38-70 


G. Tammann and V. Caglioti discussed the recovery of the resistance after cold- 
work. P. W. Bridgman studied the press, coeff. of the resistance. E. L. Dupuy 
and A. M. Portevin found the thermoelectric force of tungsten steel against 
copper, expressed in millivolts, to be : 


C 

, 0-18 

0-11 

0*20 

0-22 

0-86 

0-66 

0-81 

0-7P, 

w , . ^ 

. 0-41 

1-75 

14-37 

20-71 

0-40 

0-95 

9-99 

14-74« 

Annealed -j 

. 9-00 

7-60 

7-60 

7-85 

1-80 

2-50 

4-90 

2-70 

. 6-30 

5-24 

6-40 

6 30 

-0-08 

0-50 

3-00 

0-60 

Hardened 1 

. 8-40 

6-70 

7-80 

7-90 

-1-60 

110 

2-80 

0 00 

. 5-70 

4-75 

7-40 

7-25 

-4 15 

-1-70 

1-30 

-1-40 


8. Curie found that tungsten increases the coercive force and residual magnetism 
of steel. On heating, it still loses its magnetic properties between 700° and 750°, 
and regains them on cooling, but at a rather lower temp, than that at which the loss 
occurs on heating. L. W. Wild, A. Abt, S. Saito, (\ C. Trowbridge, ('. (’histoni 
and G. G. de Vecchi, E. Gumlich, R, L. Dowdell, J. Wurschrnidt, E. A. Watson, 
S. Evershed, G. Hannack, A. M. Parkin, T. Spooner, K. G. Brecht and co-workers, 
N. I. Spiridovich, and B. Hopkinson made observations on the magnetic pro 
pertie8 of tungsten steels. W. F. Barrett observed that as the carbon and tungsten 
increased, the coercive force increased, while the maximum induction, for 
decreased ; thus : 

lnt4^nsity of Magnetization 


C 


Maximum 

Kemanent 

reive force 

— 

0-00 

1335 

778 

1*66 

0*22 

1-20 

1320 

568 

3-23 

0-28 

3*40 

1305 

998 

5 73 

0-38 

7-47 

1266 

1081 

9-02 

0-76 

15-65 

920 

766 

13-92 


The retentivity or remanence of the steel with about 7*5 per cent, tungsten steel 
is high, in agreement with the observation that the tungsten is specially well suited 
for making permanent magnets. R. A. Hadfield said that one peculiar effect of 
tungsten in high-carbon steel is the great increase in retentiveness ; but with steels 
low in carbon the effect is not so marked. This is taken to mean that the action 
of tungsten is indirect in causing the carbon present to become very intimately 
combined. Tungsten in the presence of low-carbon steel interferes with the 
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permeability much less than chromium, nickel, and other elements. Probably, 
therefore, tungsten steel with high carbon, more readily permits the steel to become 
permanently magnetized, so that in its presence the intimate union of carbon and 
iron in the quenched steel enables the imparted magnetic energy to be retained. 
T. Swinden made a series of observations on approximately 3 per cent, tungsten 
steel, normalized by heating it to 950® for 15 mins, and cooling freely in air; annealed 
by heating 3 hrs. at 950°, and kept between 930° and 960° for 90 mins, and cooled 
over 8 hrs. in the muffle ; hardened, by heating to 900° and quenching in water; 
and tempered at 60°-'/5° for 14 hrs. A selection from the results is summarized 
in Table LXXXI. In Table LXXXI, A. denotes annealed; N., normalized; 
H., hardened ; and T., tempered. As the proportion of carbon increases, the maxi¬ 
mum induction decreases, and the maximum remanent intensity is unimpaired 

Table LXXXI.— Magnetic Properties or Tungsten Steel (//= 150 O.G.S. Units). 


Composition 

1 

C W 

1 

Heat- 

treat¬ 

ment 

Kemanencc 

Coercive force 

Permanence after 
shocks 

Permea¬ 

bility 

Inten¬ 

sity 

Induction 

Inten¬ 

sity 

Before 

shocks 

After 

shocks 

Induction 

Intensity 

0144 

3-25 

A. 

127 

1508 

9.150 

730 

3*85 

. 

1 





N. 

126 

1490 

»,250 

737 

6*65 

j 5*1 

— 

— 



H. 

112 

1320 

11,370 

906 

19*40 

1 17*1 

2080 

166*0 



T. 

lao 

1532 

14,100 

1124 

1210 

1 __ 

1110 

112*3 

0*218 

3-24 

A. 

127 

16(K) 

9.2CH) 

734 

6*80 

— 

— 

— 



N. 

123 

1460 

9,450 

753 

16-30 

— 

— 

.— 



H. 

109 

1280 

10,970 

873 

39*50 

39*4 

2490 

199*0 



T. 

125 

1475 

13,200 

1052 

18*50 

— 

1680 

126*0 

0*480 

3*11 

A. 

124 

1475 

9,550 

761 

7*40 

— 

— 

— 



N, 

118 

1406 

11,350 

1K)5 

18*20 

17*2 

1730 

— 



H. 

104 

1223 

11,860 

906 

43*40 

‘ 42*9 

7670 

137*9 


1 

T. 

126 

1486 

14,770 

1177 

18*90 

— 

2870 

612*0 

0*57 

3*17 

A. 

122 

1440 

11,850 

945 

— 

— 

— 

228*5 



N. 

116 

1372 

1 11,630 

298 

9*20 

14*8 

2510 

— 



H. 

101 

1198 

i 10,870 

868 

17*40 

59*2 

7000 

200*0 


1 

1 

' T. 

124 

1471 

1 14,750 

1175 

58*80 

■— 

2690 

538*0 

0*89 

1 3*08 

i A. 

117 

1380 

1 12,100 

965 

21*70 

— 

1540 

214*5 


1 


112 

1324 

I 12,020 

9(>0 

— 

— 

6490 

— 


1 

* H. 

73 

868 

' 7,330 

584 

— 

66*1 

3910 

119*5 


j 

T. 

123 

1459 

i 148 

1183 

10*90 

— 

— 

517*8 

1*07 

3*09 

i A. 

106 

1258 

11,640 

930 

14*40 

— 

1250 

311*5 



1 N. 

109 

1282 

11,800 

940 

64*90 

— 

5700 

— 


1 

1 H. 

59 

693 

( 6,020 

480 

— 

— 

4690 

99*7 



1 T. 

113 

1340 

' 12,080 

964 

26*60 

— 

— 

454*0 



_ — . 


_ 




_ 

- 



by the 3 per cent, of tungsten. The remanent magnetism is higher than for 
quenched carbon steels. With lightly annealed tungsten steels, the coercive force 
is almost identical with that of comparable carbon steels. S. (hirie observed that 
with steels with a higher proportion of tungsten, the coercive force is increased 
irrespective of carbon. F. Stablein found that the coercive force of iron-tungsten 
alloys rises sharply with up to between 5 and 10 per cent, of tungsten, reaching a 
well-defined maximum at 15 per cent, of tungsten. The subject w^as discussed by 
F. W. Harbord ; and W. F. Barrett and co-workers obtained better results for 
magnetic steels when manganese w^as absent. T. Swinden found that annealed, 
3 per cent, tungsten steels gave hysteresis losvses very little different from carbon 
steels, while with the normalized steel, the losses were higher, and still higher with 
hardened steel. J. 0. Arnold inferred that in iron containing 0*1 to 0*9 per cent, 
of carbon, and quenched, the permanent magnetism is directly proportional to 
the hardening carbon. The ratio of the remanent and permanent magnetism 
increases steadily with up to 0*53 per cent, carbon with the annealed and normalized 
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bars ; the tempered steel gave a uniform increase up to 0*9 per cent, carbon ; and 
tl^e hardened steel gave a maximum with 0*4 per cent, carbon. In general, a steel 
which is physically hard has a high coercive force and a high remanent magnetic 
intensity. G. Mars discussed this subject, and his results for tungsten steel are 
summarized in Table LXXXIT, the data for the magnetization refer to arbitrary 

Table LXXXII. — The Hardness and Magnetization op Tungsten Steels. 


Composition 1 Mttgnetlziitlon 






HanloiiinR I 
temp. 1 

1 

1 

nriiifll’s 

liardness 


c 

Si 

Mn 

w 

Just after 
magnetizing 

Aft(*r 
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Percentage 
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M5 

0-20 

0-23 

0-68 

1 

780" j 
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69-6 

■ 1 

68-6 

2-9 

M6 
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0*20 

1-20 
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7(v5 
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0-64 

0-25 

0-26 

M2 

820“ 1 

713 i 

76-5 
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3-9 

0-62 

0-22 

0-20 

1-96 

800“ 1 
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, 86-5 

84-5 

1-8 

1-20 i 

0-28 

0-29 

3*22 ; 

1 740“ 1 
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1 66-5 

65-5 

4*5 

0-57 : 

0-18 

0*26 

5-47 

930“ 

782 ‘ 

90-6 

90*6 

0 

1-25 1 

1 0-27 

0-30 

8-65 

930“ ' 

782 

61-0 

58-5 

41 

1-25 

— 

— 

300 

850“ 

678 1 

190 

1 

■— 

— ■ 


units on the magnetometer, and to steels quenched, from the temp, named, in 
water at 10" to 15". He also obtained results for chromium-tungsten steels. These 
steels were also examined by L. Guillet, F. Osmond, and W. Brown. U. Adelaberger 
discussed the hysteresis losses. The magnetic properties of the tungsten steels 
were examined by J. Trowbridge and S. Sheldon, H. Scott, W. Siemens, and 
C. W. Siemens. R. L. Sanford and W. L. Cheney observed the maximum induction 
of oil-quenched tungsten steel to be 11,200, and the coercive force, 68*0. 
W. A. Wood found that the coercive force may be reduced to a fifth of its optimum 
value at about 950", and it can be restored by heating to 1250". The hardness 
varies in the same way. The decrease in magnetic quality and hardness at about 
900" is due to the disappearance of lattice distortion, and the recovery at 1250" 
is due to the re-introduction of the distortion. Lattice distortion is the main 
factor in the spoiling and recovery of tungsten magnet steels. 

K. Honda and S. Shimizu found that the intensities of magnetization, 7, with 
different field-strengths, TT, at —186" were: 


H 

1-37 

5*89 

12-40 

28-8 

62-7 

272-4 

570 

I 

. 13 

64 

264 

1036 

1236 

1468 

1667 

and at 30*7" : 

H 

2*16 

6-91 

10-36 

26-8 

111-2 

333 

667 

I 

. 21 

104 

376 

1064 

1326 

1463 

1509 


K. Honda and S. Shimizu measured the magnetostriction of tungsten steel. 
K. Honda and T. Terada found the change in the coeff. of elasticity, SEfE, by 
magnetization is small, gradually increasing as the strength of the magnetic field 
increases; SEfExlO^ rises from 0*08 with H=2i5, to 0*10 with .^==380. The 
magnetostriction or elongation, by magnetization increases at first rapidly, 
then slowly, and finally decreases. With a load of 1693 grms. per sq. mm., Sl/lx 10® 
rose from 0*03 to 1*39 as H changed from 10-0 to 24*9, and from 1*39 to 3*72 a» H 
changed from 24*9 to 167*2, and it fell to 3*28 as H rose to 399. With a load of 
5762 grms. per sq. mm.,8i/ZxlO® rose from 0*03 to 1*05 as H increased from 8*9 
to 25*0; it then rose to 2*51 as H was raised to 166*0, and fell to 1*93 as H changed 
to 397. The increase in the rigidity, SkJkxW, with magnetization is small, rising 
from zero with 7f-=136* to 0*51 with H=429. The change in Poisson’s ratio, 
5 c 7 /aXl 02 , rose from zero with ^=100 to 0*3 with 7f=300. The change of 
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magnetisation, with initial loading, and 8/<., with cyclic loading, for loads in 
tension, T grms. per sq. mm., is : 


/i-4-08 


T 

] 

4s:{7 

8092 

Shii . 

0-4 

2(> 

0-5 

\hi, . 

0-2 

0-4 

0-7 

\hl, . 


-i-r> 

-2‘8 

18/, . 

. -02 

-1-7 

-3 4 


K. Honda and T. Terada also found that with a constant tension the magnetization 
increases rapidly in low fields, and gradually approaches saturation. They also 
examined the effect of a twist, and of a combined twist and tension on the magnetiza¬ 
tion. In all cases the reciprocal nature of the changes of strains by magnetization 
and of the changes of magnetization by strain were established. For instance, 
magnetic elongation under constant tension, and of magnetization under constant 
tension ; of elongation by tension under a constant field, and the change of magneti¬ 
zation by tension under a constant field ; of magnetic twisting under a constant 
couple, and magnetization under a constant twist; and of the change of rigidity 
under a constant field ; and the change of magnetization by twist under a constant 
field. 

E. Martin studied the absorption of hydrogen and nitrogen by tungsten steels ; 
and L. Losana and G. Reggiani, the corrosion of tungsten steels. According to 
R. A. Hadfield, the percentage losses in weight which occurs after the metal has 


been immersed for 

21 days 

in 50 per 

cent, sulph 

uric acid. 

were : 


V , 

015 

0*21 

0-28 

0-38 

0-76 

0*78 pep cent. 

W 

0*20 

L49 

3*40 

7‘47 

15*65 

16*18 

Loss 

5 01 

3-50 

2*25 

4-50 

5*75 

5*50 


when the percentage loss with ordinary steel was 3-97 ; with mild steel, 2*09 ; and 
with 99*80 per cent, iron, 4*52. 

L. B. Pfeil observed a three-layer scale— vide —is formed when tungsten 
steel is heated for several hours at 1000° in air. The tungsten is about twice as 
concentrated in the innermost layer as it 

is in the original steel; tungsten also occurs bT 'M I I | ' I I I ! I | 1 T" 

in the middle layer, but very little is § 20 _^_ 

present in the outer layer. Some tungsten ^--- 

oxide is volatilized, l)iit not enough to ^ |“ 

explain the impoverished outer layer. jq y ^ 1yj// | \ J^ 

C. Chappell said that the presence of 3 ^ - 

per cent, of tungsten has practically no ^ 5 --~1 --r* 

effect on the corrodibility of carbon steels i Tti~T~ 1 i~~ 

by sea-water. Y. Utida and M. Saito 0 70 ^0 60 80 

found the gain in weight, in grams per ^ 

sq. cm., when the tungsten steel with Fig. 400. Corrosion of Iron-Tungsten 

about 0*07 per cent, of carbon is heated ^ Acids. 

for an hour at 1100''; and the loss in weight, in grams per sq. cm., when the 

metal is immersed in 10 per cent, acid for 24 hrs.: 


0 70 ^0 60 80 

Per cent W 

Fig. 400. —Corrosion of Iron-Tungsten 
Alloys by Acids. 


Tungsten 

. 0 

0*40 

0*73 

2*85 

4*63 

6*63 

8*24 i)er cent 

At 1100 ’ 

. 0*0212 

0*0397 

0*0344 

0*0291 

0*0221 

0*0227 

0*0306 

HNOj . 

. 0*9380 

0*5890 

— 

0*5642 

0*5207 

0*4546 

0*3175 

HCl 

. 0*0712 

0*1427 

0*1222 

0*0576 

0*0335 

0*0183 

0*0117 

HjSO* . 

. 0*0990 

0*97,% 

0*0638 

0*0476 

0*0328 

0*0278 

0*0172 


H. Endo’s results, shown in Fig. 466, represent the losses, in grams per sq. cm., in 
5 hrs. at ordinary temp., with alloys containing 0*50 to 0*56 per cent, of carbon, 
and the given amounts of tungsten. The results of G. Grube and K. Schneider 
showed that the greatest attack occurs with the alloy corresponding with the 
compound Fe 3 W 2 . C’. F- Burgess and J. Aston found that the progress of the 
corrosion of alloys of tungsten and iron, expressed in grains per sq. dm., by 
VOL. XIIL 2 T 
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20 per cent, sulphuric acid for an hour; and by exposure to weather conditions 
for 162 days from July to February, expressed in kgrnis. per sq. metre, is as 
follows: 

W . 0-406 0-926 2-334 3-553 6-982 9-849 13-641 23-866 per cent. 

Acid . 0-363 0-088 0-086 0-332 0-304 0-398 0-365 0-183 

Air . 0-371 0-302 0-302 0-308 0-293 0-195 0-329 0-215 


L. Aitchison found for the loss in weight per 100 sq. cm. of tungsten, with nearly 
3 per cent, of tungsten : 


c . . . . 

0-47 

0-20 

0-58 

0-88 

1-08 lier rent. 

NaCl 3 per cent. 

1*66 

1-68 

1-83 

1-04 

1-70 

IT ( 1 per cent. . 

2*16 

2*80 

2-87 

5-37 

6-4 

4-95 

3-69 

5 13 

3- 98 

4- 83 

and for steels with nearly 0*7 per cent, of carbon : 



W . . 2-36 

5-37 

9-74 

14-96 

21-5 

26-3 |>er rent. 

Tap-water , 0-970 

0-930 

0-976 

MOO 

0-940 

0-970 


S. Satoh studied the nitridization of these steels by heating them in ammonia at 
560® to 580® ; and 0. Bauer, J. S. de Benneville, C. Duisberg, R. A. Hadfield, and 
W. H. Hatfield studied the retarding effect of tungsten on tlie corrosion of steel. 
F. Osmond studied the corrosion of a Mushet'a chromium-tungsten steel with 1 per 
cent, sulphuric acid. G. Mars, and 0. Bauer also made observations on this subject. 
Y. Utida and M. Saito found that tungsten decreases corrosion, but L. Aitchison 
said that it does not appreciably reduce corrosion when it is present in the carbide 
phase. 

E. Maurer and W. Haufe discussed some timgsten-silicon-iron alloys ; and 
J. Swan, the efiect of silicon on some tungsten magnet steels ; H. J. French, 
W. Kahlbaum and co-workers, A. Schevchenko, and H. Fominerenke and 
R. Dewert, the chrooiilim-tcuigston-vana^ stools. According to E. Maurer 
and co-workers, the addition of chromium increases the solubility of tungsten in 
steel. A. Schevchenko, and L. Guillet prepared tangston-chromiom stods con¬ 
taining from 0*124 to 0*849 per cent, of carbon, 0-94 to 20-44 per cent, of 
chromium, and 1-98 to 20*3 per cent, of tungsten. The structures which the 
hypoeutectoidal tungsten-chromium steels can assume are: pearlite, martensite, 
martensite and carbide, carbide with a background probably of sorbite, and 
carbide with a background of y-iroii. The influence of tungsten may be superadded 
to that of chromium with the production of martensite. The most frequently 
occurring structure is that with grains of carbide more or less numerous on a back¬ 
ground of what is thought to be sorbite. When tungsten is added to a pearlitic 
chromium steel, it adds its influence to the chromium to form martensite ; if an 
excess be added, martensite is not formed, but troostite or sorbite. If the 
percentage of carbon reaches 0-5, a carbide, probably a triple carbide, is formed. 
If tungsten be added to a martensitic chromium steel, the steel remains martensitic 
so long as the proportion of tungsten is small; if otherwise, carbide is formed 
with a background of probably sorbite. The addition of tungsten to a chromium 
steel already containing carbide has the effect of increasing the proportion of 
carbide only. Quenching at 850® transforms pearl it ic steels into martensitic 
steels, and partly so with steels containing carbide. When a tungsten-chromium 
steel containing carbide is quenched from 850'", in water at ordinary temp., the 
amount of carbide is somewhat diminished, but the carbide does not all disappear; 
if the steel contains troostite, it becomes martensitic, but with steels containing 
high proportions of carbon and tungsten, part of the troostite persists; if the 
steel is martensitic, it remains so, but a littley-iron may be formed; and if it contains 
y-iron, that constituent remains. If steels be heated to 1250®, the longer the period 
of heating, previous to quenching, the greater the proportion of carbide which is 
destroyed. Half an hour’s heating at 1200® was sufficient to cause the carbide to 
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disappear in all the cases examined. Similar effects can be obtained by heating 
the steel for a longer time at a lower temp. Annealing has no perceptible effect 
on the microstructurc, excepting that the carbide, if present, becomes a little better 
defined. Cooling in liquid air, or subjecting the steel to stresses, produced no 
change in the miorostnicture. The case-hardening of all the carbide steels increases 
the proportion of carbide, and a martensitic steel containing carbide undergoes 
in the case-hardened portion a transformation into troostite or sorbite; whilst 
martensitic steels not containing carbide have, after case-hardening, carbide em¬ 
bedded in a background of troostite. J. S. de Benneville, K. Honda and 
T. Murakami, and A. Michel and P. Benazet studied the structure of the chromium- 
tungsten steels. A. E. White and C. L. Clark found that a steel with 7*93 per 
cent, of chromium, and 7*70 per cent, of tungsten, quenched from 1232°, had the 
highest proportional limit yet recorded at 538°, namely, 100,000 lbs. per sq. in. 

L. Guillet found that the mechanical tests on the normalized steels show that 
with the pearlitic steels, the tensile strength, elastic limit, and resistance to shock 
are raised, and the elongations are lowered. The martensitic steels have a high 
tensile strength and elastic limit, and a low elongation; they are also hard and 
brittle. Steels containing both carbide and martensite have a high tensile strength, 
a low elastic limit, and a medium elongation ; they are hard and brittle. Similarly 
also with steels containing carbide and sorbite. Here the mechanical properties 
vary but little with the proportions of the various elements present, except the 
elastic limit which slowly increases as the carbon and chromium increase, and is 
reduced when the proportion of tungsten is high. Steels containing carbide, and 
polyhedra of y-iron, have a low tensile strength, elastic limit, elongation, and 
reduction of area, while the brittleness is high. On quenching from 850°, when the 
proportions of chromium and tungsten are fairly constant, the hardness increases 
as the percentage of carbon is raised; when the proportion of tungsten alone 
varies, the hardness reaches a maximum with 8 per cent, tungsten - carbon 
>0*73 per cent.; and when the proportion of chromium alone varies, the hardness 
IS reduced as the percentage of chromium increases owing to the fact that it becomes 
increasingly difficult to dissolve the triple carbide. When the steel is quenched from 
1200°, the hardness of all steels containing carbide is increased owing to the dis¬ 
solution of the carbide, and prolonging the period of heating before quenching 
increases the hardness to a maximum. A similar result is obtained at a lower 
temp, if the duration of heating be prolonged. The more energetic the quenching 
medium, the lower the degree of hardness owing to the presence of y-iron. Anneal¬ 
ing at a high enough temp., 900° to 1200°, increases the grains of carbide and 
induces extreme brittleness, lowers the tensile strength and elastic limit, and reduces 
the elongation and reduction of area. W. Kahlbaum and co-workers, E. Maurer 
and W. Haufe, and W. Schneider and E. Houdremout studied the mechanical 
properties. F. Robin found that the high-speed, sorbitic, chromium-tungsten 
steels offer the highest resistance to crushing. This resistance rises rapidly at 
reduced temp., and at —-185° is very high; a fall in resistance occurs at about 
500°; and at high temp, the curve is almost linear—at 1100° the resistance 
is nearly double that of mild steel. The subject was discussed by L. Grenet. 
F. Robin discussed the acoustic properties of the ciiromium-tungsten steels; but 
observed no specially noteworthy characteristics. i\ F. Wurth also examined the 
effect of tungsten on the corrodibility of chromium steels. L. Guillet, and 
W. Kahlbaum and L. Jordan discussed .the nitridizatiou of the chromium- 
tungrtea«vanadinm*iron alloys, J. S. de Benneville, and J. V. Emmons 
studied the molyMaaiim-tiiiigsto alloys. 

The iloa-4inaiifim alloys have not been closely investigated. Uranium, like 
molybdenum and tungsten, is considered to be an alloying element; and it also 
forms carbides, and possibly enters into combination with the cement it e of steel. 
A, Stavenhagen and E. Schuchard prepared the alloys by the thermite process, 
and P. Peters by electrometallurgical processes. Uranium is readily oxidized, 
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and, according to G. K. Burgess and R. W. Woodward, is liable to leave its oxide in 
the steel. H, W. Gillett and E. L. Mack also found that it segregates badly. Up 
to 2 per cent., it has no marked effect on the critical ranges of steel; nor does it 
increase the tendency to hardening to any great extent, E. ]j. Reed studied the 
subject. H. S. Foote said that 0*60 per cent, is advantageous, and E. P. Poluskin 
added that while it increases the strength and toughness of steel, it does nothing 
whicli cannot be as well accomplished by less costly elements. Alloys with 
over 40 per cent, of uranium are decomposed by water. There may be present 
uranium, the carbides UC, FeaC.lLC;}, IW' 3 , FcgU, and the oxide U 3 O 8 . 

H. S. Foote observed no useful effect with cast iron. The alloys were discussed 
by F. F. Mueller and R, W. Harris, J. M. Flannery, P. A. Heller, J. Ohly, 

I. Musatti and G. Calbiani, H. S. Foote, E. V. Britzke and co-workers, P. Blum, 
\\ Girod, A. Haenig, H. Fleck, P. Oberhoffer, E. Lievenie, H. J. French and 
W. A. Tucker, G. and E. Stig, W. Borchers and R. W. Stimson, H. C. H. Carpenter, 
(). J. Steinhart, J. Johnson, R. M, Keeney, J. W. Richards, J. Escard, A. F. Braid, 
G. J. Horvitz, F. M. Becket, R. P. Neville and J. R. Cain, and H. W. Gillett 
and E. L. Mack. F. Roll showed that uranium favours the graphitization of 
cast iron. J. Laissus discussed the diffusion of uranium in iron. S. Satoh studied 
the nitridization of these steels by heating them in ammonia at 560° to 580°. 

Soon after the discovery of manganese in the eighteenth century, S. Rinman ^8 
obtained an impure iron-manganese alloy* or ferromanganese, by melting grey pig- 
iron with an equal weight of manganese ore. The alloy was brittle ; the fracture, 
white ; and the manganese deprived the iron of its usual magnetic properties. 
W. Sowerby stated that old Persian steel blades were made from a kind of mangan- 
iferous iron-stone, tempered in oil; and in Spain, the Toledo blades were also manu¬ 
factured from a manganiferous iron-stone. T, Bergman gave for his analyses of 
Swedish iron and steel: 

Ferrum crudiim Ferruni tu»un» L'halybs 

(cast iron) (forged iron) (steel) 



Min. 

Max. 

Mtn. 

Max. 

Mm. 

Max. 

Silicon 

10 

3-4 

0*0.5 

0*3 

0*3 

0*9 

Carbon 

10 

3-3 

0 05 

0*2 

0*2 

0*8 

Manganese . 

0-5 

300 

0*50 

300 

0*5 

300 

Iron . 

. 63*3 

97-5 

09*50 

99*4 

08*3 

99*0 


This, said D. Mushet, attracted the attention of the manufacturers of iron and 
steel at the beginning of tlie nineteenth century, and attempts were made to alloy 
manganese with iron. The use of manganese in the manufacture of iron and steel 
was patented by W. Reynolds in 1791^; by J. Wilkinson in 1808 ; by J. M. Heath 
in 1839 ; and by R. F. Mushet in 1856. A legal case arising from the infringement 
of J, M. Heath’s patent was discussed by T. Webster, and J. Percy. D. Mushet 
thus summarized his observations on the subject: 

I was now satisfied that ores of manganese might be smelted with success along with 
our common argillat'eous iron-stone in the blast-furnace, with a considerable augmentation 
of metallic produce ; and much pleased to have discovered the fact that iron alloyed witli 
manganese, in certain projiortioris (22 |)er cent.), (‘eases to be obedient to the magnet. 
This fact alone renders it extremely probable that the presence of manganese is not essential 
to the formation of good steel ; and that those irons analyzed by T. Bergman, contain no 
notable quantity, seeing that the strongest and most durable magnets are made from steel 
manufactured from such iron. 

C. J. B. Karsten said that manganese is a very common companion of iron, but 
the most he had observed was 1*85 per cent. To-day, the manganese finds its way 
in Bessemer and open-hearth steels during the addition of the decarburizer, and, 
as emphasized by A. L. Baikoff, it can be regarded as a normal constituent of steels. 
One important result of the acldition of manganese is to remove sulphur, so that 
the greater proportion of the manganese added passes into the slag as manganese 
sulphide. According to E. F. Law, that remaining in the steel is readily recognized 
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by covering the surface with gelatin mixed with an acidic soln. of a caduiiuni salt. 
The acid attacks any exposed manganese sulphides, liberating hydrogen sulphide, 
which produces yellow cadmium sulphide in the gelatin. In 1865, H. Bessemer 
emphasized the use of manganese in iron; in 1865, W. Henderson manufactured 
ferromanganese with 25 to 35 per cent, manganese ; and in 1871, F. Kohn discussed 
the production of alloys of iron and manganese, with particular reference to th(‘. 
manufacture of spiegelcisen. The manufacture of manganese steel by W. Hender¬ 
son’s process was taken up by A. Pourcel in the Terr-Noire Co. in France in 1867 ; 
and in 1876, F. Gautier predicted : 

The judicious combination and treatment of the different elements wliich are at the 
disposal of the metallurgist will attract more attention in the future, as only little is known 
on this question at pn^sent. Amongst the olcinents wliich may ho most readily uschI for 
admixture is manganese ; it is found plentifully and is a most Eictive clement. 

Great improvements in the manufacture of manganese steels, and a detailed 
examination of the properties of the metal were made by R. A. Hadfield in 1888 
and subsequent years. In consequence, there is now available a great deal of 
information on the strength and weakness of these alloys. The subject has been 
discussed by H. M. Howe, and others. The manufacture and uses of manganese 
iron, steels, etc., were discussed by R. J. Anderson, E. S. Bardwell, L. J. Barton, 
C. Benedicks, E. Biittgenbach, it. Cazaud, D. Clark and J. Contts, H. I. Coe, 

E. F. Cone, E. Decherf, S. H. Dolbear, K. Egeberg, J. Esv d, T. Fujiki, 

F. L. Garrison, W. H. Greene and W, H. Wahl, C. D. Grier, K. P. Grigorovich 
and V. S. Yemelyanoff, W. Guertler, A. Hiiiiig, J. H. Hall, W. Hampe, J. Harden, 
W. Heym, G. Hofer, J. H. Hriiska, W. G. Imhoff, E. indenkempen, J. E. Johnson, 
M, Kauchtscliischwdli, K. M. Keeney and J. Lonergan, R. M. Keeney and 
co-workers, E, F. Korn, B. G. Klugh, R. Korten, V. G. Kotelnikoff, E. Kothny, 

E. F. Lake, W. S. McKee and J. M. Blake, G. P. Messenger, E. Monaco, P. Ober- 
hoiTer, F. IVters, J. W. Richards, P. H. Royster, H. K. von Schiele, G. P. Scholl, 

F. Schroedter, E. L. Shaner, (). Simmersbacli, 0. J. Steinhart, G. and E. Stig, 
S. R. Stone, G. Surr, R. R. Tatlock and IL T. Thomson, H. Thaler, E. E. Thum, 
P. M. Tyler, W. Venator, F. M. Walters, J. 1). Weeks and G. L. Stone, C. M. Weld, 
and IL S. Wile. W. R. Hulbert used the thermite process. The methods of 
preparing ferromanganese were indicated in connection with manganese. F. Sauer- 
wald, and A. N. Campbell prepared alloys electrolytically. G. Oishi, F. Korber 
and W. Oelsen, and G. Tammanii and W. Oelseii studied the distnliution of 
manganese between tlie slag and molten steel. 

According to R. A. Hadfield, manganese steel is not as liable to honeycomb as 
ordinary steel, and the counter-agent silicon is unnecessary. The molten metal 
is very fluid, and it can he run in thin sections ; hut it cools more rapidly than 
ordinary steel, and its contraction is greater. Hence its tendency to }>iping and 
settling, both in ingots and castmg.s, unless proper head or runners are employed. 
The steel is manufactured by ordinary processes. Highly heated or molten ferro¬ 
manganese is added to molten decarbonized iron or mild steel. The proportion 
of carbon should not exceed 1 per cent, or the product will be inferior. About 
0-5 per cent, of the manganese is oxidized during the preparation of the steel - 
vide infra. According to K. A. Hadfield, when less than 0*10 per cent, of manganese 
is added to decarbonized iron, it is very difficult to roll or forge the ingots, })ut above 
this they become malleable ; mild steel with 0*2 per cent, of manganese is unsound, 
and rises in the ingot moulds, the honeycombs, however, close up on being forged, 
rolled, or otlierwise reduced. As the proportion of manganese is increased, the 
material becomes sounder, but on exceeding I per cent., the steel becomes tender, 
the elongation is much reduced, and the material is of doubtful commercial value. 
The steel becomes brittle and rotten with about 2*5 per cent. ; and with between 
2-5 and 7*5 per cent, manganese, the cast mati'rial is brittle, like glasb , and although 
ductile when hot, it can, when cold, be leduceil to powder by a hand hammer. 



646 


INORGANIC AND THEORETICAL CHEMISTRY 


When the cast material is heated, and hammered or forged, it gains considerably 
in strength, and the grain of the bar is coarse and white; but if re-heated, and 
cooled in air, it acquires a close-grained tei^ure, and this self-hardening manganese 
steel is suitable for turning tools and cutters. When the proportion of manganese 
passes beyond 7*5 per cent., the peculiar brittleness and hardness begin to disappear, 
and the steel becomes hard enough to compete with chilled iron for articles to 
resist wear and tear. The increase in toughness continues up to about 14 or 15 per 
cent., when a decrease in toughness but not in transverse strength occurs. Beyond 
20 per cent, manganese causes a rapid decrease in toughness. In the hot forging 
of the manganese steel, there is a tendency for surface oxidation, so that some 
carbon is burnt off. N. (^zako said that steel with a high percentage of manganese 
can be welded. The working qualities of the alloys were discussed by C. F. Burgess 
and J. Aston, H. P. Evans, and W. S. McKee. 

A. Fry, J. (^ournot, N. Ageeff and M. Zamotorin, and F. C. Kelley discussed 
the diffusion of manganese in solid iron ; and W. F. Holbrook and co-workers, 
in molten iron. According to M. Levin and G. Tammann, the f.p. curve 
indicates the absence of any compound of iron and manganese; there is only 
an unbroken series of solid soln. of the two metals. Under the microscope, 
there seem to be two structural elements, but this is due to the fact that 
during rapid cooling, equilibrium is not established between the liquid alloy and 
the solid soln., so that crystals richer in iron separate first and then become sur¬ 
rounded by others richer in manganese. The magnetic permeability of the 100 per 
cent, iron alloy disappears at 950° and returns at 750° ; that of the 90 per cent, 
iron diHapj>ears at 820° and returns at 715° ; and that of the 80 per cent, iron 
disappears at 750° and returns at 720°. G. Riimelin and K. Fick also studied the 
equilibrium diagram ; and P. Goerens combined the two sets of results in the one 
diagram. E. Oehman also examined the alloys by means of the X-radiograms and 
summarized his results in Fig. 467. The ranges of stability of the various solid 




Figs. 467 and 408.—Equilibrium DiagramB of the Binary System : Fe-Mn. 

soln. are indicated. The face-centred, cubic y-iron, and the face-centred, tetragonal 
y-rnanganese are said to form a continuous series of solid soln., but there may be 
a break at about 70 at. per cent, manganese where the cubic structure becomes 
tetragonal —vide infra. The vol. per atom i.s a linear function of the composition, 
and increases from 11*32 A^. for pure y-iron, to j 2*56 A^. for pure y-manganese. 
The solubility of iron in j8-manganese increases from 0 per cent, at 1191°, the 
transformation point of y-Mn->^-Mn, to 35 at. ])er cent, at 730°, by saturating the 
alloy with iron, the lattice parameter decrea.Hes from 6*305 A. to 6*251 A. Tlie 
transformation point of j3-Mn“»a-Mn is but little affected by iron. The solubility 
of iron in a-Mn is very little affected by the temp. At 490°, it amounts to about 
37 at. per cent., and at 690°, to 34 at. per cent. By the dissolution of 36 at. per 
cent, of iron, the lattice parameter changes from 8-904 A. to 8*864 A. The vol. per 
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atom forjS-manganefie is 12*53 A^., and fora-mangaiiese, 12*17 A'-^. The^-Mn->a-Mn 
transformation is accompanied by a considerable change of vol. The lattice 
dimensions of a-manganese are smaller per atom than those of the other modifica¬ 
tions, and it is also less affected by the introduction of iron atoms in the lattice. 
The break in tlie polid soln. series between a-manganeSe and y-iron extends over 
the range of 15 at. per cent. The break in the solid soln. between jS-Mn andy-Fe 
is narrow— at 800" it amounts to about 4 per cent. The €-phase with a close- 
packed, hexagonal lattice extends over 12 to 23 at. per cent, manganese, and probably 
to 30 at. per cent, manganese. The e-phase is not stable over 500". The e-phase 
with 22*9 per cent, manganese has a space-lattice with a=2*541 A., 4*106 A., 

and arc—1 : 1*61(). There is a considerable decrease in vol. in passing from 
y-Fe to the e-phase. The solubility of manganese in a-iron is very small. The 
break between the y-Fe and the a-Fe phases increases as the temp, falls, and the 
limits cannot be followed beyond 500", and beyond 30 at. per cent. The system 
was also studied by V. N. Krivobok. A. Osawa found that the hexagonal, close- 
packed lattice observed by T. Ishiwara has the axial ratio a:c~ 1 : 1*61, and 
corresponds with iron pentitamanganide, FcsMn. Manganese quenched from 
1200° has a face-centred, tetragonal* lattice with the axial ratio a : c=l : 0*961, and 
alloys with 7*96 to 38*62 per cent, of iron, similarly treated, have the face-centred, 
tetragonal lattice with a:c varying from 1 : 0*96 to 1:1. Five phases were 
observed in the iron-manganese system : the body-centred phase extending from 
91 to 100 per cent, iron ; the hexagonal phase extending from 78 to 84 per cent, 
of iron ; and a- and /3-manganese extending from 0 to 35 per cent. The solid soln. 
made by y-iron, and y-manganese occurs throughout the whole series of alloys at 
a high temp. 

T. Ishiwara s results are summarized in Fig. 468. The alloys with less than 
17 per cent, of manganese undergo the y-->a or the J 3 -transformation at positions 
corresponding with the dotted curve A^B '; but, on the heating curve, with the 
dotted curve Hence, as shown by H. Esser and P. Oberhoffer, the pro¬ 

gressive additi<m of manganese to iron results in the progressive lowering of the 
J^-transformation, and there is also a steady increase in the temp, hysteresis of the 
transformation. The true boundary curve is estimated to be represented by A^B, 
The curve A^C represents the solubility of manganese about 3 per cent.—in iron 
at the temp, indicated. A. Sauveur said that, in accord with the work of 
(’. R. Wohrman, a solid soln. of 3 per cent, manganese in y-iron may occur at a 
high and that the resulting manganese-austenite breaks up on slow cooling 

into a-iron, which may retain some manganese in soln., and of a ])earlitic constituent 
- manganese jiearlite. T. Ishiwara, however, said that the alleged pearlitic structure 
is not present in earlKm-free alloys; and when it is present, it corresponds with the 
structures belonging to the iron-carbon system with alloys containing over 17 per 
cent, of manganevse ; another transformation, y to A-solid soln., begins on cooling at 
140° to 20° and ends at about 50' to - 60 \ and on heating, it begins at 100° to 
230° and ends at 170° to 280°. The mean temp, of the y-A transformation are 
represented by the curves BF mid DG. The y-h transformation occurs with alloys 
containing 17 to 30 per cent, of manganese. The alloys at first show a remarkable 
cliange in vol., wdiich finally diminishes and becomes inappreciable ; the alloys also, 
lit first, have a AVidmanustatten structure, characteristic of the A-state ; and finally, 
a uniform austenitic structure. The y-h transformation is reversible; and the 
boundary curve of the y-phase is closed by the curve A^BF, Alloys with a concen¬ 
tration between E and B should show two transformations, the peritectoid change 
y-A, and the A^ change y-a. Alloys with between 55 and 68 per cent, of man¬ 
ganese consist of the y and Om f^olid .soln. in the range of temp, below about 800°, 
and of the y and /8m solid soln. above this temp. The lieterogeneous alloys with 
both ))hases are bounded in the region JHM^IK, An alloy with 68 }>or cent, of 
ouinganese furuislies a uniform solid solii. am, aud when heated it passes into the /3m 
"^tate, a change accompanied by an abrupt expansion. When further heated, this 
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alloy passes into the upper portion of the -region, and afterwards enters 

the field of the y-solid soln. At high temp., iron and manganese are miscible 
in all proportions to form the y-solid soln. Iron has a face-centred, cubic lattice 
at these temp., and manganese has a face-centred, tetragonal lattice at temp, 
above Hence, there is nothing to show that these elements correspond 

with one another to give rise to a homogeneous solid soln. A. Osawa showed that 
the axial ratio c: a of the tetragonal lattice of manganese is less than unity, but 
it gradually increases with the addition of iron, finally to merge into that of the 
face-centred, cubic lattice. The subject was also discussed by H. Esser and 
P. Oberhoffer, E. L. Reed, W. Schmidt, T. Murakami and M. Mikami, and C. H. M. 
Jenkins and M. L. V. Gayler. J. A. M. van Liempt said that it is doubtful if the 
X-radiograms support the view that iron and manganese form a continuous series 
of solid soln. 

According to W. S. Potter, in the cooling of steel containing 10 to 20 per cent, 
manganese, and 1 per cent, carbon, y-iron begins to freeze at about 1370°, and is 
for the most part frozen at about 1270°. The eutectic freezes at 1125°-1080°, or 
perhaps at a little higher temp, with low-carbon and manganese mixtures. The 
mechanical break-up of austenite begins at 850° to 825°. Carbides separate 
between the grains at 710° to 650°. The magnetism increases at 550° to 525° with 
further carbide separations between the grains, and there is a further mechanical 
separation at 430° to 420°. In heating, if the steel is originally austenitic, there i.s 
a preliminary break-up at 350°, a further break-up at 450° to 470°, and a complete 
break-up at 575°, with the separation of magnetic carbides of iron or manganese at 
175° to 575°. In rolled steel, separated carbides begin to re-dissolve at about 725°, 
and this is completed at 850° to 870^ with the re-formation of austenite. Slight 
re-separation of carbides occurs along the grain outlines as the m.p. of the eutectic 
is approached, beginning at about 1025°, and continuing to 1100° or over. This 
is most noticeable in ingot metal, and taken together with the fact that the outlines 
of the original freezing structures persist in the cast steel at temp, below 1125° or 
thereabout, the remarkable tenderne.ss of ingots between 1025° and 1125° is made 
clear. In cast ingot steel, the melting of the eutectic occurs at 1120° to 1140° if 
the heating is slow ; and at about 1100' to 1130° if the heating be rapid. The 
complete re-solution of constituents and a re-formation of grains with the first 
formation of uniform austenite occurs above 1150°. Cementite re-separates out 
extensively at about 1250°. The mass melts at 1350° to 1375° or lower, depending 
on its composition. The subject was discussed by J. S. Lloyd, N. H. Aall, B. Kjerr- 
mann, J. Strauss, J. H. Hruska, V. N. Krivobok, 0. von Keil and F. Kotyza, 

E. C. Bain and co-workers, J. H. Hail, J. H. Andrew and H. A. Dickie, and H. Scott 
and J. G. Hoop. P. Schafmeister and R. Zoja found that tfie ])roportions of 
carbon in the eutectoid decreases with increasing proportions of manganese, being 
0*83 per cent, carbon with 1 per cent, of manganese ; about 0*77 with 2 per cent, of 
manganese ; and about 0*71 with 3*1 per cent, manganese. The percentage of 
ferrite in the steels decreases with the rate of cooling, and with an increase in the 
proportions of manganese. Tlie effect produced by the cooling is greater the higher 
is the percentage of manganese. H. A. Schwartz and A. N. Hird observed that 
manganese when present of the order of magnitude of 0*25 .per cent, freezes out 
with the austenite ; any sulphide freezes out at the beginning, and may be entrapped 
with the ledeburite eutectic. 

The manganese carbides were discussed in connection with the carbides, 6 . 39,20. 
J. 0. Arnold and A. A, Read said that part of the iron in iron carbide is replaced 
by manganese in steels with a high pro})ortion of manganese to form a manganese 
iron carbide ; and J. E. Stead also made similar observations with respect to the 
carbide residue remaining after a manganese steel had been dissolved in dil. acid. 

F. Myliiis and co-workers also obtained a complex carbide from steel; and A. (^arnot 
and E. Goutal stated that when over 74 per cent, ferromanganese is treated witli 
dil. acid, it furnishes the complex carbide Fe3(\4Mn3G; that 60 to 74 per cent. 
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ferromanganese furnishes Fe3C.2Mn3(J; and that 30 to 60 per cent, ferromanganese 
yields 2Fe3C.Mn3C. The last carbide crystallizes in large plates during the cooling 
of ferromanganese blocks. J. 0. Arnold and A. A. Read observed that in steels 
with up to 4 per cent, manganese, the carbide residues are simply mixtures ; 
possibly a true double carbide, 3Fe3C.Mn3C, is present in steels with 11-21 to 13-38 
per cent, manganese ; and in steels with over 15 per cent, manganese, the carbide 
2 Fe 3 C.Mn 3 C, or a mixture of carbides, is present. It was inferred that at ordinary 
temp, the manganese carbide is less stable than the iron carbide because, according 
to C. Benedicks, and 0. Ruf! and E. Gersten, the iron carbide of cementite is 
endothermal, and that of manganese carbide is exothermal. Carbon is assumed 
to have a stronger affinity for iron at the high temp.; and, conversely, at the low 
temp., the manganese is easily displaced by iron from manganese carbide. F. Wiist 
found that the effect of manganese is to impart exceptional stability to the solid 
soln., so that beyond afdy Figs. 467 and 468, no double phases occur, but only 
homogeneous solid soln. H. Liitke considered that 
manganese does not affect the percentage of carbon 
in solid soln. until more than 49 per cent, of man¬ 
ganese is present. H. Scott found that manganese 
has a marked effect on the temp, of transforma¬ 
tion of martensite, to troostite, A. Matsubara and 
J. Takubo found that cathodic polarization of iron 
pyrites in dil. sulphuric acid causes the ionization of 
one or both atoms of sulphur, which then combine 
with the hydrogen ions present to form hydrogen 
sulphide. If the material is 6rst made the anode, 

.sul)8equent cathodic polarization gives rise to an 
abnormal amount of hydrogen, and certain natural 
specimens behave similarly without previous treat¬ 
ment. The current yield is, in general, smaller when much hydrogen is evolved. 
F. Roll observed that manganese in cast iron makes the cementite more stable. 

The influence of carbon monoxide on solid soln. of iron and manganese was 
studied by R. Schenck and H. Serailler. The results for the press., p mm., of the 
gas at different temp, are as follow : (i) 



F'ig. 469.—Tho Effect of Man¬ 
ganese in Iron on the Equi¬ 
librium: 2C0 = C 02 -fC. 
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(ii) with an alloy of 0 95 per cent, of manganese, 96-6 percent, of iron, and 2-15 
per cent, of carbon : 

029° 679® 731° 7;U° 820° 000° 959° 

?) . 28 41 86 101 180 396 802 


(iii) with an alloy of 4*01 per cent, of manganese, 93*0 per cent, of iron, and 2-99 
per cent, of carbon : 

853“ 911“ 96.5° 1010° 1088° 1093° 

p . . , \1 28 46 74 162 170 

and (iv) with an alloy having 6*38 per cent, manganese, 93*2 per cent, of iron, and 
1'32 per cent, of carbon : 

94.3° 956° 081° 1031° 1086° 1093° 1110“ 

p. . 15 20 20 34 62 68 96 

The results are plotted in Fig. 469, and they show the lowering which the equilibrium 
point undergoes at any given temp., say 950'’, with increasing proportions of man¬ 
ganese. This lowering is relatively great for even small proportions of manganese. 
For the cementation of manganese steels, vide supra^ cementation ; and for ob.serva- 
tiuns of E. Adamson, A. Allison, J. 11. Andrew. J. O. Arnold and F. K. Knowles, 
0. Bauer and K, 8ipp, H. H. Beeny, S. S. Beliaeff, i\ P. Berg and M. S. Pslumik, 
E. Maurer and W, Bischof, A. F, Braid, J. R, Cain, A. Campion, E. Decherf, 
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C. H. Desch, J. W. Donaldson, A. L. Feild, H. E. Field, A. 0. Fulton, F. Ciolitti, 
R. C. Good, E. H. Graef, J. H. Hall, C. H. Herty, C. H. Herty and G. R. Fitterer, 
C. H. Herty and J. M. Gaines, H. D. Hibbard, T. E. Holgate, E. Houbaer, 
H. M. Howe, E. C. Hummel, J. E. Hurst, C. A. Jacobsen, W. Jellinghaus, 
J. E. Johnson, A, Jung, 0. von Keil and co-workers, E. Killing, F. Korber, 
L Kotaira and M. ^laeda, E. C. Krekel, V. N. Krivobok, B. M. Larsen, K. Leh¬ 
mann, E. Leuenberger, S. L. Levin, F. A. Matthewmian, E. Maurer, R. P. Neville 



Fio. 472.—Manganese Steel ( x400). Fio. 473.—Manganese Steel ( X 1200). 

Slowly cooled from 1020° and tein- Slowly cooled from 1020°. (F, Schaffer.) 
pered at 200°. (F. Schaffer.) 

and J. R. Cain, A. L. Norbury, P. Oberhoffer and H. Schenck, (C Oishi, K. Oiighter- 
bridge, FI. Piwowarsky, A. Pohl, W. E. Remmers, R. T. Rolfc, 1). Saito and 
K. Nishiwara, H. Schenck, J. Shaw, N. W. Shed, G. Sirovich, A. F]. M. Smith, 
S. C. Spalding, E. R. Taylor, F]. Thews, B. Thomas, 0. Wedemeyer, E. A. Wheaton, 
F. WMst and co-workers, etc., on the effect of manganese on c.i‘^f iron, steel, etc., 
mde supra. 

The polyhedral crystals of the femte in manganese steel are illustrated by 
Figs. 470 and 471 (xlOO). Their outlines are not so rounded as in the case of the 
ferrite of, say, electrolytic iron. The steel illustrated in Figs. 472 and 473 contained 
10 per cent, of manganese, and 1*15 per cent, of carbon ; that in Fig. 470, was 
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quenched from 1200°; and that in Fig. 471, was slowly cooled from that temp. 
The ferrite of alloy steels contains the special constituents— e.g. manganese-form¬ 
ing manganoferrite —in soln., and in this respect is related to martensite. The 
polyhedral form is best developed by cooling the steel from a high temp.; and 
the changes which occur in the heat-treatment of the alloy steel are in Some 
respects rather simpler than with ordinary steels. Both diagrams show the 
polyhedral crystals with cleavage cracks, and in the slowly cooled sample, the 
carbide separations accumulate between the grains. The steel illustrated in 
Fig. 472 (x4(X)) contains 20-43 per cent, manganese, and 1-08 per cent, of 
carbon ; after forging, it was heated 45 mins, at 1020°, slowly cooled, and kept 
for 200 days at 200 °. The steel illustrated by Fig. 473 (xl200) contains 20-98 
per cent, of manganese, and 1-2 |>er cent, of carbon. After forging, it was 
heated 45 mins, at 1020 °, and slowly cooled. The remarkable twinning of 
the crystals is clearly shown. According to C. R. Wohrman, the Widmanstatten 
structure and martensitic patterns with the iron-manganese alloys result from the 
breaking up of a solid phase into two. The latter structure is finer, less well 
defined, and less regular than the former. On thorough annealing there is formed 
an aggregate consisting of a ferritic constituent, an intermetallic compound rich 
in manganese. An eutectoid of the two (6 per cent. Mn) is also believed to exist, 
at first martensitic and then pearlibic. H. M. Howe and A. G. Levy discussed 
the hypothesis that the deformation lines in manganese steel are slip-bands, though 
it is possible they may be due to twinning. T. W. Hogg found crystals of titanium 
cyanonitride in ferromanganese. 

F. Osmond observed that the curve representing the effect of manganese on 
the A 3 -tran 8 forrnation of steel merges into the curve representing the martensite- 
pearlite transformation when 2-5 to 3*5 per cent, of manganese is present. The 
transformation with a steel having 4 per cent, manganese lies between 200° and 
300°; with a steel having 5 per cent, manganese, it is near 100°; and with one 
having 7 per cent, manganese, it is below 0°. Unlike ordinary steel, therefore, alloys 
with over 7 per cent, of manganese, when heated above 700°, show no recalescence 
when cooled down to ordinary temp.— supra, martensite. R. A. Hadfield 
examined the heating and the cooling curves of a forged steel with 1*26 per cent, 
carbon, and 13-38 per cent, manganese, and of a cast steel with 1-16 per cent, 
carbon, and 10-88 per cent, manganese, and obtained no evidence of the existence 
of critical points when cooled down from or heated up to about 1300°. There is 
not the slightest evidence of any internal change of structure during heating or 
cooling. The same results are obtained if the material is cooled slowly, or quickly 
by quenching in water. This in spite of the fact that the physical properties are 
markedly influenced by the rate of cooling. Thus, ])y slowly cooling manganese 
steel, it remains brittle and non-magnetic, but by quick cooling, the material 
becomes very ductile, and non-magnetic. R. A. Hadfield continued : 

Wliereas with all ordinary aH well as hardening or self-hardening steels, the critical 
points ar<i of considerable iinjiortance in guiding heat-treatincnt, witli manganese steel, 
tlje heating and cooling curves are apparently of no value in this respect, and do not give 
any ch»e to the extraordinary* change of structure which goes on in this material when it is 
transferred from its original and brittle st^ito into that conditiim in which it possesses 
ductility unequalled by any other alloy of iron and steel. 

R. A. Hadfield and B. Hopkinson found that a steel containing 1-26 per cent, 
of carbon, and 13-38 per cent, of manganese, becomes magnetic when heated 
several hours at 5(X)°, and it loses its magnetism rapidly at about 700°. The heating 
curves show a heat absorption corresponding with tliis change. The range 650° 
to 750°, thus corresponds witli the. critical range, in which ordinary carbon steel 
loses its magnetism. The reverse transformation—non-magnetic to magnetic— 
is so slow that it cannot be detected on the cooling curve. It is probable that as 
the temp, falls the alloy has a tendency to assume its equilibrium state in which it 
becomes magnetic, but the change is too slow for the alloy to acquire a state of 
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stable equilibrium. The effect of manganese is to retard the attaiiiiiient of equilibrium, 
rather than to produce any marked shift of the position of the critical range. 
R. A. Hadfield and B. Hopkinson added that the attainment of equilibrium in 
manganese steel at temp, below the change point, is opposed not only by resistances 
of the nature of fluid viscosity, which can be overcome by a very small force if 
continued long enough, but it is also opposed by a resistance of the nature of solid 
friction, which requires a force of a definite amount to be exerted before motion 
takes place at all. Thus, magnetic manganese steel at 650'^ ultimately attains 
a magnetism about twice as great as that reached by the non-magnetic variety 
heated at the same temp. Hence, the final condition at this temp, is different 
according as it is apjiroached, so to speak, from above or below ; and, so far as 
it is possible to judge from observed facts, these two limiting conditions could 
never be brought into coincidence, however mucli the heating were prolonged. 
E. Gumlich observed that a steel with 12*4 per cent, manganese began its magnetic 
transformation at - 8°, and ended it at —109®. If this steel be re-heated, it 
loses its magnetism between 600® and 700®. Hence, between 0® and 600®, the same 
steel can be either magnetic or non-magnetic. Steels with 14*4 and 15-7 per cent, 
of manganese did not become magnetic at the temp, of liquid hydrogen. 

L. Guillet observed that with a steel containing 0*20 per cent, of carbon, the 
pearlite structure obtains when the proportion of manganese is less than 5 per cent. ; 

the martensite-troostite structure, with alloys having 
5 to 12 per cent, of manganese ; and the })olyhedral 
y-iron structure, with alloys having over 12 per cent, 
manganese ; whereas with a steel having O’SO per 
cent, carbon, the pearlitic structure ociuirs with alloys 
having less than 3 per cent, mangane.se ; the nuir- 
tensite-troostite structure with alloys liaving lietween 
3 and 7 per cent, manganese ; and the polyhedral 
y-iron structure with alloys having over 7 per cent, 
manganese. Free cementite occurs with alloy.^ having 

p^rlfteor carbon m ordinary carbon steels was considered by 

roostite y Osmond to give the maximum proportion of 

>jo. 4/4. ronstitution of austenite. According to A. M. Portevin, by anneiil- 
per c^ut. Carbon. followed by very slow cooling of steels containing 

7 per cent, manganese, and 0-5 to 1*0 per cent, 
carbon, it is possible to obtain lamellar pearlite witli martensite. With a steel 
containing 12 per cent, manganese, and 1 per cent, carbon, ])y very slow cooling 
the co-existence of lamellar pearlite and austenite, separated by a thin border 
of troostite, can be obtained. By ordinary annealing tha whole becomes 
austenitic. Using a steel containing 9-8 per cent, manganese, and 0-GG per cent, 
carbon, by slow cooling it was possible to find the complexes troostite-pearlite- 
martensite-austenite, the martensite arising from a polymorphic transformation 
of the austenite. P. Dejean found that steels containing 0*3 to 0-4 per cent, of 
carbon, and 0 to 3*5 per cent, of manganese are pearlitic, and give tlie point 
Ari ; those with 3*5 to 11 per cent, manganese are martensitic, and give the 
point Ar 2 ; and those with intermediate proportions 3*5 to 4*0 per cent, man¬ 
ganese, show both critical points, and consist of martensite and troostite. As the 
proportion of carbon rises to 0-7 to 1*0 per cent., the intermediate zone becomes 
of importance, since, with equal proportions of manganese, the temp, of the point 
Ari rises, and that of Ar^ falls, and finally, by suitable cooling, it is possible to 
produce the point Ar^ in steels for which the point Aro is l>elow 0®, and the steels 
are troostitic and martensitic, Fig. 474. According to H. Meyer, the presence of 
manganese lowers the temp, of Ar 3 at which ferrite separates, thus . 

. .01 0-2 0-3 0*4 0*5 06 0-7 0*8 0*9 lOiH^roent. 

Loweiing Atg 5 lO 16"* 20"' 20° 32' 38° 45 52' 60’ 
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H. I. Coe observed that the manganese arrests the carbon in lowering the 
primary freezing, so that with 13 per cent, of manganese, the f.p. is 40^^ lower than 
with the corresponding iron-carbon alloy. The effect of manganese on the critical 
temp, is as follows : 
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As pointed out by F. Wiist, the pearlitic change is thus materially affected by 
manganese, so that with 8 per cent, of manganese it can scarcely be detected. 
J. 0. Arnold said that manganese does not form a true steel having 100 per cent, 
pearlite. F. Wiist and H. Meissner observed that in the presence of 1*5 per cent, 
of silicon, and 2*7 to 3*9 per cent, of carbon, below 0*3 per cent, of manganese 
favoured the separation of graphite, but with 0-3 to 2*5 per cent, of manganese, 
no perceptible effect on the condition of the carbon was observed. H. I. Coe 
observed that in the presence of silicon, the effect of manganese on the pearlitic 
change in cast iron is more marked. Thus, the addition of 4*45 per cent, of 
manganese, in the absence of silicon, changed the pearlitic arrest from 7()0° to 
about 600°, whereas in the presence of silicon, the arrest was lowered to 350°. 
Large proportions of manganese, even in the presence of silicon, keep the solid 
soln. of combined carbon more stable, and favour the production of hard, white 
cast iron. A. Merz, J. A. Jones, F. Kjerrman, H. S. Rawdou and F. Sillers, 
H. Scott and J. G. Hoop, G. Tammann, and J. J. A. Jones discussed the 
Acj-range in manganese steels; R. Austin, H. M. Boylston, A. Allison, 
W. Eilender and H. Diergarten, F. M. Walters and C. Wells, M. Hamasumi, 
Z. Shibata, V. N. Krivobok and co-workers, P. Schafmeister and R. Zoja, 
H. S. Rawdon and F. Sillers, H. Sawamura, C. R. Wohrman, H. Schenck, P. Ober- 
hoffer and co-workers, T. Swinden, F. Giolitti. E. Killing, A. L. Feild, C. H. Herty 
and J. M. Gaines, K, Hilgenstock, B. M. Larsen, H. E. Fields F. W. Liirmann, 
T. Naske and A. Westermann, A. K. Silin, and J. 0. Arnold and G. B. Waterhouse, 
the deoxidizing or desulphurizing action ride the action of oxygen on iron. 
L. Goldraerstein tried manganese and other fluorides for removing phosphorus, 
sulphur, etc., as fluorides. 

According to W. S. Potter, during the cooling of steels with 1 to 2 per cent, of 
carbon and 10 to 20 per cent, of manganese, y-iron begins to freeze out at about 
1370°, and is for the most part frozen at about 1270° ; the eutectic freezes at 1125® 
to 1080°—and at a rather higher temp, with low-carbon and manganese mixtures. 
The mechanical break-up of austenite occurs at about 850° to 825°; carbides 
separate between the grains at 710° to 650°; the magnetism increases at 550° 
to 525° with a further separation of carbide between the grains ; and there is 
a further separation of carbide at 430° to 420°. In heating a steel, originally 
austenitic, there is a preliminary break-up at 350°, a further break-up at 450° to 
470°, and a complete bre^k-up at 575°, with the separation of magnetic carbides of 
iron or manganese at 475° to 575°. In rolled steel, the sepanated carbides 
begin to be re-dissolved at about 725°, and this is completed at 850° to 870° with 
the re-formation of austenite. There is a slight re-separation of carbides along 
the grain outlines as the m.p. of the eutectic is approached, beginning at about 
1025° and continuing to 1100° or over. This is very marked with ingot metal; 
and, considering that the outlines of the original freezing structures persist in the 
cast steel at temp, below about 1125°, this explains the tenderness of ingots between 
1025° and 1125°. In cast ingots, the melting of the eutectic occurs at about 1120° 
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to 1140° if the heating is slow, and at about 1100° to 1130° if the heating be rapid. 
The complete re-solution of the constituents, and new grsiu-formation with the 
production of austenite occurs above 1150° ; cementite separates extensively above 
1250° ; and the mass melts at 1350°‘to 1375° or less, according to its composition. 

B. M. Larson showed that manganese tends to extend the temj). range of stability 
of y-iron or austenite; manganese forms a carbide more stable than cementite; 
and manganese atoms cannot well diffuse through the iron space-lattice at ordinary 
annealing temp, at which carbon atoms diffuse freely. In steels containing more 
than 1 per cent, of manganese, dendritic segregation causes a marked dendritic 
pattern in cast sections, and a tibrous pattern in rolled or forged bars. The pro¬ 
portion of manganese is higher in the dendritic fillings. Heat-treatment up to 
1100° is ineffective, but an hour’s heating at 1300° causes the manganese to diffuse 
to a uniform concentration throughout. As a cast bar with 1 to 3 per cent, of man¬ 
ganese cools through the critical range, the Ar 3 -point is attained first by the lower 
manganese axes of the dendrites. If the cooling rate is below 5° to 7° F. per 
minute, the carbon tends to segregate in the high-manganese fillings between the 
dendrites. With a total carbon-content of 0-3 per cent, or less, a dendritic pattern 
is formed by the pearlite or sorbite areas in cast Hections, and a marked banded 
structure in rolled or forged bars ; the ferrite areas always correspond to the 
dendritic axes. Phosphorus and arsenic tend to cause these same patterns, but as 
these elements raise the Ar 3 -point of pure iron, the ferrite areas formed correspond 
to the dendritic fillings. Above the Ar 3 -point, the carbon atoms are probably 
uniformly distributed in the y-iron lattice. With an increasing percentage of 
manganese, a manganese-cementite tends to form, perhaps containing an increasing 
proportion of mols. of Fe 2 MnC. Up to 2 per cent, manganese, finer-grained j)earlite 
and sorbitic areas are formed. Above 2 per cent, manganese, the carbides separate 
in a fine-grained distributed structure that may be linked together through the 
manganese atoms scattered through the iron space-lattice. The eutectoid point 
of pure iron-carbon alloys containing about 0*9 })er cent, carbon aj)pear8 to widen 
with an increase in the amount of manganese into a eutectoid range which, with 
3 per cent, of manganese, extends from 0-6 to 0-92 per cent, carboii. This 
apparent eutectoid range is probably the result of a very small temp, interval 
between the Ar 3 - and Ari-points in the given range of carbon-content. H. M. Howe 
did not agree with T. Mukai that manganese causes the retention of carbon in the 
non-hardened state, and he summarized the effects of sudden cooling on manganese 
and carbon steels a.s follows: 



Carbon steki 

HANOANKSK 8TEEL 

EFFECTS 

Hardness .... 

Large increase 

Slight inert'aso 

Alike 

Per cent, total ooinbinod carbon. 

Largo increase 

Moderate iiuTea«t> 

Alike 

Specific gravity 

I>e<r©ase 

Ntl or incre€wo 

Opjxsiite 

Size of grain .... 

Ntl or decrease 

Increase 

OpjKjsito 

Separation components 

Decrease 

Increase 

Opposite 

l>uctility .... 

Large decrease 

Large increase 

O]>[>o8ito 

Tensile strength 

Increase 

Increase 

Alike 


In 1878, E. Mallard sliowed that the crystal form is dependent on the proportion 
of manganese, and that with 52 to 55 per cent, the crystal form changes. B. Rathke 
showed that the crystals rich in manganese are hexagonal, or pseudohexagonal, ainl 
those with smaller proportions are rhombic prisms. F. Wever observed that with 
manganese steels ranging from 19*08 per cent, manganese and 0*30 per cent, carbon 
to 2*06 per cent, manganese and 1*90 per cent, carbon, the lattice parameter, a, of 
austenite varied from 3*597 to 3*643 A.; the Hp. vol. from 0*1262 to 0-1288 for 
high and low manganese respectively ; and 3*578-f0*00050[Mn]-fO*00645[Cj, 
where the symbols represent atomic percentages, V. N. Svetchnikoff, and T. Mukai 
studied the microstructure of the manganese steels; M. L. V. Gayler, the con* 
stitution ; and for the observations of E. Persson and E. Oehman, and Z. Nishi- 
yama on the X-radiograms of these alloys, vide manganese. E. 0. Bain. 
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M. Gensamer and co-workern, J. B. Friaiif and M. Gensaniar, and V. N. Krivo- 
bok and C. Wells discussed this Hu])ject. W. Schmidt's X-radiograms of the 
iron-manganese alloys showed that the a-solid soln. is present up to 20 per 
cent, of manganese, when the lattice parameter, a, increases from 2*857 A. for iron 
alone, to 2*871 A. for iron with 20*1 per cent, of manganese. Alloys with 16 to 
60 per cent, of manganese contain the y-solid soln., with a cubic, face-centred lattice 
having a—3*586 A. for iron with 15*7 per cent, of manganese to a—3*616 A. for iron 
with 55*85 per cent, manganese. Alloys with 60 to 98 per cent, of manganese have 
the structure of jS-manganese, with a lattice parameter increasing from 6*24 A. for 
62*7 per cent, of manganese, to 6*28 A. for 87*25 per cent, manganese ; alloys with 
more manganese have the structure of a-manganese. In the alloys with 12 to 
29 per cent, of manganese, there is an c-phase having a hexagonal, close-packed 
lattice, with a--2*532 A. to 2*543 A., and c=-4*061 A. to 4*082 A., according to the 
manganese-content. The way the lattice parameters change shows that no definite 
chemical individual, as a compound of iron and manganese, exists. Since the 
a-, y-, and c-phases can co-exist in the same alloy, one of them must be metastable 
in the range 12 to 29 per cent, of manganese. No transition points were observed 
by thermal or dilatornetric analysis. For E. Oehman’.s observations on the 
X-radiograms, vide manganese. H. Perlitz discussed the distance apart of the 
atoms. Z. Nishiyama found the lattice parameter a ; the sp. gr. ; and the elastic 
modulus, E kgrms. per sq. cm., at 14*8° to 15*6°, to be: 

Mn . 0 0*5 1 0 1-5 2 3 4 (> 8 per cent. 

a . . 2-866 2-863 2-865 2*864 2-867 2-873 2*871 2-867 2-872 A. 

Sp. gr. . 7-8596 7*8555 7*8404 7*8416 7*8430 7-8402 7-8292 7*8163 7*8003 

A’XlO * . 2-151 2 128 2 138 2-125 2*128 2*122 2-108 2-072 2-044 

R. A. Hadfield found the sp. gr. of cast, 13*75 per cent, manganese steel to be 
7*83, and when drawn into wire, 7*81-7*83. W. Brown found for the sp. gr., and 
sp. vol.: 

C . 0-20 0-24 0-41 0-36 0*15 1-20 0-26 1-54 }>er cent. 

Mn . 0-50 1-(K) 2-25 4-00 5*40 7*00 13*CK> 18-50 

Sp. gr. 7*8456 7-8354 7*7983 7-8352 7-8411 7-9028 7-9970 7-9075 

Sp. vol. 0-12746 0-12762 0-12823 0*12763 0*12753 0 12654 0*12605 0-12646 

so that with u]) to 2 per cent, manganese, the sp. vol. increases 0*00026 c.c. for 
1 per cent, manganese, and with 2 to 18*5 per cent, manganese, the sp. vol. 
decreases ()*00015 c.c. per 1 per cent, manganese. J. 0. Arnold, H. A. Dickie, 
A. Osawa, H. Meissner, H. Tomlin¬ 
son, and O. Simmersbach discussed 
this subject. C. Benedicks and 
co-workers studied the sp. vol. 

E. Gumlich found the sp. gr. gives 
an abrupt increase when 8 to 10 
]>er cent, of manganese has been 
added, Fig. 476, and that the sp. 
gr., with ]) per cent, manganese, up 
to 1 per cent., decreases in accord 
with 7‘873-0*0()8p. F. Wever gave 
for the sp. vol., v, of manganese steel, 

V-0*1246-f0*0004[Mn]d 0*0041[C], 
where the symbols represent atomic 
percentages. The results of K. Ta- 
maru are summarized in Fig. 475; 
a-nd those of C. Benedicks, in Fig. 186. H. I. Coe found that the shrinkage curve 
of the manganiferous, white cast irons showed minima corresponding with the 
formation of carbides : Fe 3 C ; 8 Fe 3 C.Mn 3 ('; 2 Fe 3 C.Mn 3 C ; and 3 Fe 3 C. 2 Mn 3 C ; and 
with grey cast irons the increasing shrinkage with increasing projwrtions of man- 



Fio. 475.—Specific Gravities of Manganese 
Steels. 
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ganese is more uniform. Some peculiarities observed by R. A. Hadfield in connection 
with the hardness of manganese steels have been indicated above. R. A. Hadfield 
pointed out that the hardness varies considerably in degree. It is most intense in 
cast material containing 5 to 6 per cent, of manganese, for no tool will face or touch 
this steel; a gradual decrease in hardness occurs as manganese is added, so that 
when the proportion has attained 10 per cent., the softest condition is reached ; an 
increase in hardness again occurs as the proportion of manganese rises to 22 per 
cent., when the hardness is not so great as it was with 5 per cent. By heating at 
831^^ a specimen with 1*17 per cent, carbon, and 12'46 manganese for 10 days, the 
steel became magnetic, and its Brinell’s hardness decreased from 532 to 241. 
H. I. Coe found variable results with the scleroscopic hardness of manganiferous, 
white cast irons. The hardness rises from 57 to 80 as the proportion of manganese 
rises to about 6 per cent., there is then a fall to a minimum 52 with about 11 per 



Fio. 47(5.—The Specific Gravity 
of Manganese Steel, 


I 



Fio. 477.—Brinelfs Hardness of Man¬ 
ganese Steel. 


cent, of manganese, a rise to a maximum of 66 with 16 per cent, manganese ; a fall 
to 60 with about 18 per cent, of manganese, and a very gradual rise from 70 as the 
proportion of manganese exceeds 22 per cent. With grey cast irons, there is a 
maximum of 40 with 1-5 per cent, manganese, a fall to 52 with 2-7 per cent, man¬ 
ganese, a sudden rise to 52 with 4 per cent, manganese, and a slower rise with 
higher proportions of manganese. M. Hamasumi, and K. Taniguclii studied 
Brinell’s hardness of these alloys. The results of L. Guillet are summarized in 
Fig. 477. The hardness of pearlitic tungsten steel is approximately the same as 
that of the corresponding carbon steels; the martensitic steel shows the maxi¬ 
mum hardness, and the steel with the polyhedral structure is softest. T. Mura¬ 
kami and K. Hatsuta, T. Kase, H. A. Dickie, H. O’Neill, A. Osawa, and 
A. Wahlberg also measured the hardness of the manganese steels. R. A. Had6eld 
found for low-carbon, manganese steels, the values for Brinell’s hardness: 


Mn . MO 313 4 10 5-50 10*60 12*90 15*90 19*85 per cent. 

Hardness . 143 430 418 418 444 302 192 235 

The value for iron alone is about 90; and for the hardest steel known, 800, or perhaps 
a little higher. With high-carbon, manganese steels: 

Mn . . . M6 3 10 4-98 10 07 15 11 19*59 i>er cent. 

Hardness. .660 600 28(5 179 196 192 

W. Giesen said that pearlitic steels with 0 to 7 per cent, of manganese and 
0 to 5 per cent, of carbon, or 0 to 5 per cent, of manganese and 0*95 per cent, of 
carbon, differ very little from ordinary steels with the same carbon-content, in 
respect to tensile strength, ductility, yield-point, elongation, hardness, and brittle¬ 
ness. Martensitic and troostitic steels with 7 to 15 per cent, of manganese and 
0*3 per cent, of carbon, or 5 to 9 per cent, of manganese and 0*95 per cent, of carbon, 
have a high limit of about 165,(XX) lbs. per sq. in, for the stretching and breaking 
strains; the ductility and brittleness are very low, and the hardness is extremely 
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high. Generally, a manganese steel consisting of martensite, exhibits a great 
brittleness and high tensile strength; and if the structure is polyhedral, the hard¬ 
ness is very great. Steels with the y-iron structure having 7 to 18 per cent, of 
manganese and 0*3 per cent, of carbon, or 5 to 11 per cent, of manganese and 0*95 
per cent, of carbon, have a high ductility, low elastic limit, low brittleness, and 
medium breaking strength. A steel with 5*5 to 11 per cent, manganese is more 
brittle and harder than one in which the manganese-content is higher or lower. 
It is rare to find that the hardness and brittleness of steels high in manganese are 
diminished, instead of increased, by quenching, but this does occur with a man¬ 
ganese steel low in carbon when the manganese reaches 19-5 j)er cent., and with 
7*5 per cent, manganese in high-carbon steels, F. Robin studied the acoustic 
properties of manganese steels. The martensitic steels show a fall in resonance 
up to 30()°, when the metal is aphonic. 

OhsorvatioriK on the inechanieal j)roj>ertieH of manganese steel were made by K. Amberg, 
1\ Bardenheuer and (i. Seliitzkowbky, C. F. Burgess and J. Aston,' L. Campredon, 
A. Faprori, (\ L. Clark and A. E. White*, H. 1. A. L. Colby, V. Deshaye^, H. A. Dickie, 
V. Khmeki', F. L. (Jarnson, H. (liKMlras, L. Guillott, R. A. Hadfield, J. H. Hall, J. H. Hall 
and (J. K. Hanks, .J.J. Hall, (i. A. Hawkins and (*o-workers. J. H. Hruska, C. R. Johnson, 
J. A. Jones, W. ivahlbaum and L. .Iordan, W. J. Keep, V. N. Krivobok, C. Lang, 
A. Ledebur, E. L(Hienlx*rger, E. Lie\enie, H. C. Loudenbeck, P. Marsicli, R. P. Neville 
and J. R. Cain, A. M. I’ortevin, W S. Potter, F. Rapatz and H. Pollack, H. W. Roberts, 
A. 1). Rt>ss, R. Schf'n'r, W. Schneider and E. Houdremont. A. Schulze, H. J. Sehuth, 
H. Souther, J. F, Spring(‘r, A. Stadeler, R. Stoughton and W. E. Harv'ey, J. Strauss, 
\'. N. Svetehiiikoff, I‘L E. I’hum, H. Tomlinson, T. D. West, M. H. Wiekhorst, and F. Wiist 
an<l H. Meissner. 

H. I. (be ol),served that the addition of the first 5 per cent, of manganese to 
white cast iron jiroduces no appreciable change in brittleness, but increases up 
to 13 ])er cent, make the metal more brittle. 

With higher projiortions of manganese, the 
metal becomes stronger, and with 19 per 
cent., there i,s an increase in toughness. ^ 

With 30 j)cr cent, and over, the metal jiar- 'li 

takes of the nature of spiegelcisen and be- 
comes weak and brittle. Z. Nishiyama's ^ 

observations on the elastic modulus are in- 3 

dicated above. K. A. Hadfield observed ^ 
that the cast manganese steel is so brittle 
that it does not seem to be a steel at all. 

This cold-short material, however, is ductile 
when hot, and can then be drawn into anv -Ihe Elasticity and Rigidity 

desired size. The brittleness is intensified Manganese steel, 

by the peculiar crystallization of the caM samples. When forged, there is a 
marked increase in strength, but the steel .still brittle. The grain of the forged 
steel is coarse and open. If re-heated and cooled quickly in air, a fine, clo.se 
grain is produced, and this is the state of the metal which is made into boring 
cutters, and other tools. The tensile strengths, in kgrms. per sq. mm., and the 
percentage elongations of forged steel and of steel heated to a high temp, and cooled 
in air, oil, or water, are indicated in Talde LXXXIll. J. 0. Arnold and 
F. K. Knowles obtained the results indicated in Table LXXXIV, and they consider 
that they prove that, although the influence of carbon is considerable, the dominating 
factor is the presence of manganese. M. Hainasiimi measured the tensile strength 
of the alloys ; and (\ L. Clark and A. E. White, the effect of temp, on the tensile 
strength. A. M. Portevin found that when the percentage of manganese increases 
from 0-5 to 5 per cent., the resistance to shear and the elastic limit increase until the 
former is 61 kgrms. and the latter 46 kgrnis., but the contraction on shearing 
diminishes slightly. Steels with over 5 per cent, manganese show a nearly constant 
resistance to shear of nearly 50 kgrms., the elastic limit remains low, between 10 
VOL. XIII. 2 TJ 
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and 20 kgrms., and the contraction on shearing has high values ranging from 20 
to 30. The first class of steels are pearlitic and troostitic, and the second class 
have y-iron. So long as the steels are simply pearlitic, the resistance to shear and 
elastic limit are small, but they attain comparatively high values with 5 per cent, 
manganese. T. Matsushita’s results for the elastic modulus and rigidity of man¬ 
ganese steel, in dynes per sq. cm., are summarized in Fig. 478. R. A. Hadfield 
examined the effect of reducing the temp, to —182'’ on the mechanical properties of 
manganese steel. With 0-08 C and 3*50 Mn, the tenacity is increased and all 
ductility is lost. The metal does not appear to be modified when the temp, returns 
to normal, flteels with 0*41 C and 2-23 Mii, and 1*66 C and 11*53 Mn all behaved 

Table LXXXllI.— Effect of Hkat-trk.^tment on TlnjsILK Strength and 
Elongation of Manganese Steel. 


l*erceiitAge tomposltlon 


Tensile strength 


Elongation 


Quenched In Quenched in 


c 

1 

Mn 

Forged 




Forged 




1 



Air 

Oil 

Water 


Air 

011 V 

0-47 

0-44 

7-22 

1 

42-5 i 

42-6 

39-4 

39-4 

2 

6 

.*1 

0*86 

‘ 0*28 

10-60 

53-6 

64-5 

66-2 

63*0 

4 

17 

19 

1*10 

0-16 

12*60 

61-4 

68*3 

78 8 

86 7 

2 

n 

28 

0-85 

0-28 

14-01 j 

j 56*7 

75-6 

86-G 

106-6 

2 

14 

27 


Table LXXXIV. —The Mechanical Troperties or Manganb.sf Steel. 


Percentage compoBition 
C Mn 


Below J I 


0*85 J | 

ii 


MO 

3*13 

4- 10 

5- 50 
10-60 
12*90 
16-70 
19-86 

1-16 

3- 10 

4- 98 
10-07 
16-11 
19 59 


Elastic limit 
(tons per sq in ) 

Maximum stress 
(tons i>or sq in ) 

Elongation 
(per cent ) 

Reduction of 
area 

(p(‘r cent > 

Alternating 
Impact tests 
(alternations 
endured) 

19-04 

24*48 

43-6 

79 6 

360 

34-66 

41-42 

25-0 

63-2 

180 

20-66 

53-48 

25-5 

42 4 

225 

.38-68 

66 96 

28 6 

38 1 

207 

30-80 

67-88 

1-0 

0 

6 

19-80 

1 66-12 

6-6 

4() 

44 

37*80 

I 63-72 

17-6 

20-6 

290 

— 

i — 

3()0 

33 6 

212 

26-76 

62-76 

10-6 

I 

161 

39-48 

59-64 

6-0 

5-2 

89 

33-96 

64-64 

2-0 

2-0 

28 

30-12 

42-22 

1-0 

1-4 

8 

28-00 

49-88 

9-6 

9-7 

241 

24-68 

62-16 

1 23 6 

19-5 

249 


normally. A steel with 1*23 C and 12*6 Mn had a slightly raised tensile strength 
and suffered a 2*5 per cent, decrease in elongation. The cooling to —182° thus 
embrittles or de-toughens the material. When the steel is cooled to —182° and 
allowed to return to normal temp., the de-toughening is merely temporary, for the 
steel exhibits an increase in toughness. When quenched in liquid air from 620° 
to —182°, the steel is toughened as if it had been cooled to ordinary temp., showing 
that the toughening occurs in the fall of the first 150°-250°. In no case did the 
steels at —182° show any change in magnetic properties. F. Robin found that the 
resistance of manganese steels to crushing resembles that of nickel steels (q.v.) with 
the corresponding structure. For C. L. Clark and A. E. White’s observations on the 
proportional limit, vide Fig. 481, nickel-chromium steels. 

A. Schulze studied the coeff. of thermal expansion of the iron-manganese alloys 
between 20° and 100°. T. Matsushita’s results for the coeff. of thermal expansion 
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are shown in Fig. 479. The continuous lines refer to pearlitic or martensitic steels, 
and the dotted lines to austenitic-martensitic steels. The hysteresis loop at the 
critical temp, widens as the proportion of manganese increases. J. A. N. Friend 
and R. H. Vallance gave 0*04183 for the coeff. of expansion of manganese steel 
between 10° and 100°. Observations were made by A. M. Portevin and 
P. Ch^venard, and M. Gensamer and co-workers. A. Schulze gave 0*03 for the 
coelT. of thermal conductivity. W. S. Potter found the sp. ht. of manganese steels 
to range from 0*15 at ordinary temp, to 0*20 at 1200°. W. Brown gave : 


C . 0-20 0-24 0-41 0 015 l-2() 0-20 1*64 i>er cent. 

Mn . 0*50 1 00 2-25 4 00 5-40 700 13*00 18*50 „ 

Sp. ht. 0*9258 0*8987 0*9007 0*9128 0*9189 0*9357 0*9796 0*9884 

SO that the sp. ht. first decreases up to 1 per cent, manganese, and tJien increases 
0-0006 per 1 i)er cent, of manganese up to 18 per cent. A. Eucken and H. Werth 
measured the sp. ht. of manganese-iron alloys, and the values for the at. hts. under 
constant press, and constant vol., and for Debye's constant ©—the % of 1, 13, 15— 
are as follow: 



T°K . 

15*05° 

50 per 

* 

0*06628 

cent. Mn 

C’e 

005628 


[© . 

316 


T° K . 

15*32° 

30 per 

Cp . 

0*05008 

cent. Mil I 

0*05008 


1© . 

322 


[T°K . 

19*95° 

19*4 j>er 

KV • 

0*0780 

cent. Mn 

\Cv . 

0*0780 

1 

[© . 

361 


18*37'^ 46*93^ 88*65° 

0*07510 0*8590 2*890 

0*07510 0*8587 2*883 

338 369 366 

17*66° 42*45° 83*00° 

0*05863 0*5885 2*634 

0*05863 0*5884 2*529 

352 386 378 

22*00° 40*55° 83*90° 

0*1157 0*5506 2*813 

0*1157 0*5505 2*807 

350 378 363 


115*80° 173*13° 205*46° 
3*895 5*144 5*645 

3*878 5*101 5*583 

356 310 235 

114*50° 186*94° 215*94° 
3*756 5*438 5*830 

3*741 5*386 5*761 

368 207 177 

118*63° 176*25° 205*40° 
4*090 5*532 6*048 

3*562 5*481 5*977 

354 229 — 


¥, Wust and co-workers represented the mean sp. ht. between 0° and d° up to 1070°, 
by 0-12037-4-0-0425410; between 1130° and 1210°, by 0-17700-7*410~i; and between 



Fic. 479.—^I'hcrmal Exjmnsioii of 
Manganese Steels. 



Fio. 480.—Thermal and Electrical 
Conductivities of Manganese Steel. 


1230° and 1250°, by O-198OO-3*80'“i; where the true sp. ht. between 0° and 1070° 
is 0*12037-1-0*0450820. H. Klinkhardt studied the sp. ht. of manganese steels. 
Manganese suffers an allotropic change between 1070° and 1130° which has a thermal 
value of 24*14 Cals. R. A. Hadfield showed that the thermal conductivity of 
manganese steel is less than that of ordinary steel; A. Schulze gave for a 10 
per cent, manganese steel, A==0*03 ; and W. S. Potter found the thermal conductivity 
up to 600° is about one-third of that of ordinary steel. T. Matsushita's results for 
the thermal conductivity, in c.g.8. units, and electrical conductivity, in mhos, 
of manganese steel are summarized in Fig. 480. 
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J. T. Littleton found the reflecting power. R, the coetf. of extinction, X;, and the 
index of refraction, fj., for light of wave-length 5893, and an alloy with 50, 76, and 
100 per cent, manganese, to be resjwctively, /?--61*0, 62*5, and 64*0 ; i:-—3*70, 3*77, 
and 3*88 ; and /x,~2*42, 2*43, and 2*41. S. Shimura and K. Wada studied the 
spectral analysis of the alloys; and H. Pincass, the spectra of the Fe-Mn catalyst. 

W. F. Barrett, and J. H. Partridge found that the electrical resistance of steel is 
increased by the introduction of manganese, so that manganese steel can be used 
for making resistance coils ; and E. Hopkinson observed that a steel with 13*95 
per t'ent. manganese had a resistance eight times as great as that of iron. 
W. F. Barrett said that the increased resistance with rise of temp, is 0*136 per cent. 
j)er degree, while with iron, the increase is 0*5 per cent. W. S. Potter said that the 
resistance of manganese steel is roughly 3*4 times that of Bessemer steel. According 
to H. le Chatelier, the resistance of steel increases 5 microhms for each per cent, of 
manganese ; and the resistance of magnetic steel with a high proportion of man¬ 
ganese is mucli less than the same steel in the pon-magnetic state. Observations 
were made by T. Matsushita, H. A. Dickie, and H. Tomlinson. O. Boiidouard saw 
that the jiroportion of carbon does not affect the resistance of manganese steel, 
and that the resistance, R microhms jier cm. cube, attains a maximum with 12 to 
13 per cent, of manganese ; thus: 

Mn 0 43 213 (M4 10 51 J2 02 14-40 i)or cent. 

, 15-5 25-4 59-8 73-1 75-8 72 5 

K. Tamara found that the electrical resistance of rods slowly cooled from 1050 
increase at first linearly with increasing proportions of manganese, Fig. 481 ; the 
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Fig. 481.—Elec-tric-al Resmtance of 
Manganese Steels. 
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Fig, 482.— Kle<‘trical RoBistaiice Curve 
of Manganese Steels. 


increase is rapid between 3 and 5 per cent, Mn, and then again linearly with the 
increase of manganese. This rapid increase is caused by the increasing content of 
austenite intermingled wfith ferriU*. The line,ar increaHe of resistance abovt^ 
5 per cent, of manganese-content shows that the resistance of austenitic steel 
increa.ses linearly with the content of iiuinganese ; hence, when this linear portion 
of the curve is extrapolated to manganese-content zero, the corresjKmding ordinate 
gives the electrical resistance of austenitic carbon steel containing 0*5 per cent, of 
carbon at room temp., its sp. resistance l)eing 32*7 xl0~*^ ohm. The linear portion 
below 3 j>er cent, of nianganefw* shows the electrical resistance of pearlitic steel: 
it intersects with the ordinate at a }>oint 20X 10 ^ ohm when extrapolated to man¬ 
ganese zero, this value being sp. resistance of pearlitic steel containing 0*5 per cent 
of carbon, and in good agreement with the result found by H. Masuinoto. 
E. Gumlich represented the resistance of alloys with p per cent, manganese- up 0* 
9.}>er cent. Mn by /* 01 t 0*05p; and with over 10 per cent, of manganese, 
by R 0*506 x 0*(X>7(p- 10). There is a break in the resistance curve, R microhm^ 
per cm. cube ; and atso in the curve showing the percentage decrease in the ternp. 
coeff. of the resistance of manganese steel slowly cooled from 800”. T. Matsushita h 
results for the electrical conductivity, in ohms, of manganese steels are show’ii in 
Fig. 482. H. le Ghatelier gave 5*0 microhms per cm. cube for the increase in the 
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reBistance of magnetic, and 3-5 microhmH for non-inagnetic steels by the addition 
of 1 per cent, of manganese ; W. F, Barrett, and E. Gumlich and P. Goerens gave 
5-0 ; G. Lang, and T. Matsushita, 5-5. II. Tomlinson found that the electrical 
resistance is decrea^d hy annealing hard-drawn wires, and that the resistance is 
increased by a longitudinal pull, and by longitudinal magnetization. 

G. Tammann and E. Vaders found the e.m.f. of the cell Fe : O lA^-MnCl^'• 
Mn„Fe(ioo-w), where n represents the percentage by weight: 

71 . . . 19*53 29*37 36*58 68*94 69*24 78*89 100 jicr cent. 

I immediately 0*035 0-21K) 0*2(K) 0*248 0*475 0*465 0*520 volt 

Matter 40 hrs.. . 0*005 0*080 0*060 0*120 0*160 0*130 0*300 „ 


A. N. Campbell discussed the anodic behaviour of 77*9 per cent, ferromanganese 
in ilf-soln. of manganese sulphate, nitrate and chloride, and in ferrous sulphate. 
Passivity was absent in soln. of ferrous chloride with a slight excess of acid. At 
ordinary temp., passivity was found to occur in all the soln., but it whs not complete ; 
it was specially marked with manganese sulphate soln. The potential of the visible 
oxygen discharge from a neutral electrolyte at the ordinary temp, is about -|-2*15 
volts (abs.). This is near the potential required for the formation of permanganate 
in an electrolyte of manganese sulphate. The passivity is destroyed at 25°, and 
also by activating the anode by charging it with hydrogen or hy etching it wdth 
sulphuric acid. The passivity is reduc€‘d by a superjmsed alternating current. 
In A'-potassium hydroxide electrolyt<* at 15° and 75° there is no formation of 
inanganate, and nothing enters into soln. ; but heavy slimes are formed. In other 
cases, both conip<ments entered into soln.; the efficiency is often less than 100 
per cent., |K)S8ibly owing to soln. being followed by immediate precipitation, 
ruder a gas discharge the anode disintegrates, and ferromanganese is thus useless 
as an insoluble anode. (\ Wells and J. (\ Warner, and M. de K. Thompson and 
H. B. Morrissey studierl the potential of ferromanganese. 

¥j. Sedstrom, and .1. Galibourg studied the thermoelectric pro])orties of the 
alloys. E. L. I)u[my and A. M. Portevin found tliat the thermoelectric force 
against cop|)er, in millivolts, with steels having 0*8*1 to 0*96 percent, of carbon, 
is as follows : 


Mu 

0-40 

1*03 

3-OS 

12*09 

Aiincalo<j| 

- 0 .30 
. -,3*10 

- 0*70 

- 2*80 

- 2 l iO 

- 4*70 

-9*60 

-11*80 

Haniomai | 

— 0*(MI 
. ™2*(K) 

- 5*40 
-- 6* (>5 

L 

- 10*(K) 


|)<"r cent. 


As indicat/ed above, S. Binman, and I). Mushet noticed that manganese 
diminishes or destroys the magnetic properties of steel even when there is eight or 
nine times as much iron as manganese present. K. A. lladfield added that the 
material behaves in the same manner in its forged or cast state, and water or oil 
(pienching makes practically no difference. .1. Hopkinson observed that the small 
quantity of manganese present enters into what must he regarded, for magnetic 
])urposes, as the molecule of iron, and completely changes its pn»j)erties. Twelve 
percent, of manganese annihilates the magnet i<* properties of iron. J. A. Ewing 
and W. Low said that even under the magnetic forces amounting to 10,(XX) e.g.s. 
units, the resistance which 13*95 jH»r cent, manganese steel offers to magnetization 
suffers no break-down in any way (‘omjmrable to that which occurs with wroiight- 
iron. cast iron, or onlinary steel, at a very early stage in the jirocess of magnetization. 
Gn the contrary, the [)ermeability is approximately constant under large and small 
forces, and may be therefore conchide<l as Indiig only fractionally greater than that 
of copper, hrasA, or air. As indicated above, H. A. Hadfield noted that the 
uuignetization di.sap|>ears at 7(K)° ; and when the non-magnetic steel is heated 
several hours at 5(X)°, it becomes magnetic, W. K, Barrett found that wdien the 
ttiagnetization of ordinary iron is represimted by 100,tXK), that of manganese steel 
18 20, and its susceptibility or induced magnetization is about as low as that of 
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zinc or other non-magiietic motais. Observations were made by H. A. Dickie, 
L, T. O'Shea, H. Tomlinson, R, A. Hadheld and co-workers, W. F, Barrett, 
A. Abt, A. D. Koss, J. J. Porter, E. Griffiths, etc. S. Hilpert and W. Mathesius, 
T. Matsushita, J. H. Partridge, F. Goltze, H. F. Parshall, P. Kapitza, E. Gerold, 
and C, F. Burgess and J. Aston gave for the magnetic induction of alloys 
of manganese and iron the results indicated in Table LXXXV. The annealed 
alloys show a marked decrease in permeability with increasing proportions of 
manganese. Annealing at 675° improves the permeability, but a second anneal¬ 
ing at 1000° lessens it. Quenching restores the 4*51 per cent, alloy to its liest 
condition obtained by a first annealing at 675°. The values for coercive force 
and retentivity, Table LXXXVI, follow closely the fluctuations in the permeability. 

Table LXXXV. —Magnetization of Iron-Manganese Alloys. 


Per cent. 
Ma 


U 

= 10 


(.. - . 

U 

= 100 


Not 

I Annealed 

Annealed , 

Quenched 

1 Not 1 

AnneAled | 

1 Annealed i 

Quenched 


annealed I 

1 at 675* 1 

at 1000'* j 

from 900** 

I annealed 

1 

at 675° 

1 

at 1000° 

1 

from 000° 

0-50 

9850 

' 13,000 ! 

! 

11,300 

10,700 

r 

1 18,300 

18,400 

1 

17,900 

18,150 

100 

4850 

9,700 

5,400 

— 

i 18,200 

18,000 

17,800 

1 — 

200 

1350 

3,100 

1,100 

— 

1 15,7(H) 

10,7(H) 

15,350 

— 

300 

650 

1,150 

900 

— 

12,200 

14,550 , 

14,650 

— 

3-50 

1100 

850 

950 

— 

13,700 

13,600 

13,550 

— 

4*51 

150 

800 

600 

900 

12,100 

10,800 

10,600 

16,400 

000 

200 

— 

— 

— 

, 10,150 

j — 

— 

— 

800 

150 

150 

50 j 

— 

1 5,460 

' 6,100 

1,750 

— 

1000 

0 1 

50 

160 1 

0 

600 

1,400 

1,300 

— 

10-42 

0 

0 

1 

0 

0 

1 « 

300 

300 

500 

1 


Table LXXXVI. —The Coercive Force and Retentivity of Iron-Manoanesk 

Alloys. 


Coercive Force Retentivity 


Per cent. 
Mn 

Not 1 

Annealed | 

! Annealed 

' Quenched 

Not 

Annealed 

1 

Annealed ' 

Quenched 

i 

annealed 

, j 

at 675° 

at 1000° 

' from 900° 

annealed 

at 675° 

at 1000° 

from 900° 

0*50 

(i5 

1 

5-7 

1 

4*5 ! 

4-8 

11,000 

12,500 

9700 

10,100 

I'OU 

9 6 

6-9 

7-0 1 

— 

10,800 

14,7(K) 

9000 

— 

2-00 

19*2 

12-5 

16*0 

— 

10,5(K> 

I1,(H)0 

8800 i 

— 

3*00 

28-7 

23-0 

24 0 

— 

8,600 

9,800 

9000 1 

— 

3-60 

20-8 

280 

24-5 


7,600 

10,600 

8900 , 

— 

4-61 

41-5 

23-0 

45*2 

J 23-9 1 

8,600 

16,000 

8000 

12,900 

6-00 

50-8 

— 

—. 

1 — 

9,200 1 

— 

__ 

— 

8-00 

68-7 

67-6 

650 

I 

6,200 ; 

6,100 

2000 

— 

10-00 

90*1 

70-7 

80-0 

* _ 

1,100 ! 

1,800 

1900 

— 

10-42 

None 

103*0 1 

121-0 

j 78-6 

None 

400 

600 

800 


W. Mathesius investigated and measured the magnetization, the coercive force, and 
the saturation of manganese steels with 0*45 to 20*8 per cent, of manganese, and 0*21 
to 2*18 per cent, of carbon, after they had been subjected to different heat-treat 
ments. The results are summarized in Table LXXXVII. E. Gumlich represented 
his observations on manganese steels with 0*23 per cent, carbon, and quenched frorn 
800°, by Fig. 476 ; the discontinuity in the curve corresponds with that obtained 
for the sp. gr., and for the sp. re^iistance, Fig. 482. The magnetic state was obtained 
by cooling the specimens to —193°, and the non magnetic state by cooling 
queix liing from Ac^. The sp. gr. of the non-magnetic steel is much greater ths» 
that of the magnetic ; and the sp. resistance of the non-magnetic steel is less tliau 
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that of the maguetic. R. k. Hadfield and co-workers found the magnetic suscepti¬ 
bility increases as the proportion of carbon diminishes (manganese constant): 
and with carbon c^on«tant the effect of manganese is small. The mass susceptibUity 
increases as the [CJ/[Mn] ratio decreases. The mass susceptibility of manganeM 
.steels ranges froin 17 x10-8 to 259x10-9, so that the alloys are paramagnetic. 
With the [Oj/[Mn| ratio constant, 2*57 to 19 per cent, of nickel raises the suscepti¬ 
bility in the ratio 23 : 67 ; 0*74 per cent, of tungsten raises the susceptibility in the 


Table LXXXVII. —Saturation Values for 47rl. 


Heat-treatment 

Firlil 

1 --- 

' unfts) f-' 0*27 

Hn 4 5R 

iSaturation valuoR 4rrl 

C 0 2« C 0 34 C 1-33 

Mn 11 07 Mn 20-80 Mn 11-80 

C 2-18 

Mn 11-70 

4 lire, at 750° and 
slowly oooled 

1 50 1 3,020 

100 ! 8,410 

300 13,080 

800 , 16,620 

140 70 106 

225 105 175 

4.50 140 380 

720 195 720 

235 

610 

1160 

1840 

3 lire, at 700° and | 
quonche^l in salt- ' 
water at 20° | 

50 5,420 

KM) 11,970 

3(H) 15.800 

1 8(M) 17,850 

85 25 40 

180 40 70 

430 80 120 

755 95 140 

40 

70 

105 

115 

3 lire, at 9(K)° and 
quenc hed in salt¬ 
water at 20° 

i 50 6,4(H> 

UMl 11,640 

1 300 16,750 

] 800 17,990 

80 20 1 — 

230 40 —. —. 

580 60 

1090 60 — 

2 lire, at 1200° and 1 
quenehcxi in salt- < 
water at 20° | 

50 9,110 

UK) 13.290 

300 17,460 

' 8(X) 19,340 

485 65 370 
1380 115 770 
3070 185 1560 
4410 235 2310 


Like the aecoiid I 
abov'e but teni- < 
perod at 400° ( 

50 10,580 

100 14,640 

300 17,540 

8(K) 18,790 

905 70 315 

2570 1(K) 8(X) 

4808 115 1910 

6440 125 27()0 

900 

3140 

5580 

6740 

Like the fourth 
above but tein* | 
I>ered at 400° j 

50 

100 

3<H) 

' 8(K) 

(_ 

11,110 

14,760 

18,310 

19,640 

1490 105 865 — 

4200 170 1950 — 

7200 220 3620 — 

9030 225 4950 — 

Like th(^ second j 
above but cooled j 
111 liquid air | 

1 50 

1 KH) 

! 300 

i 800 

I _ 

3,150 

9,800 

14,360 

16,830 

750 60 240 1 530 
2(H)0 85 610 i 2180 
4170 100 1640 4840 
6830 100 2440 i 6160 

i 


ratio 18: 29; 3*5 per cent, of chromium raises the susceptibility 10 per cent. ; 
2-5 j)er cent, of copper raises the susceptibility of a manganese-nichel steel 19 per 
cent.; and the addition of silicon to a manganese steel makes the steel more ferro¬ 
magnetic. No relation between the sp. gr. and mass susceptibility or composition 
was observed. 

K. A. Hadfield studied the temp, of the critical magnetic change in the alloys. 
With over 16 per cent, mangane^se the alloys have no magnetic transformation, 
but with the magnetic alloys there is a transformation at 761^ to 776^ on cooling, 
and 765® to 780® on heating. H. K. Onnes and co-workers studied the magnetic 
properties of these steels at a low temp. E. (lumlich assumes that there are two 
ullotropic states involved. He found that non-magnetic, high per cent, manganese 
steel becomes magnetic with a martensitic structure when dipped in liquid air. 
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E. Gunilich obtained the hysteresis loop shown in Fig, 483 for steel with 12*4 per 
cent, manganese, and 0*23 per cent, carbon. The magnetization of the steel cooled 
to —78° is comparable with that of a feebly magnetic steel ; and the improvement 

observed in heating the steel for 24 hrs. at 800° in 
vacuo is attributed to the surface oxidation by 
traces of residual air in the vessel. 

G. Mars, discussing the low magnetic properties 
of the manganese steels, said that the magnetism 
depends not so much on the kind of molecule 
present as on the structure of the molecule, i.e. 
not on the chemical nature of the body, but on 
the space left free between the molecules, or on 
the form of this space. This intermolecular space, 
which is assumed to be filled with fother, and 
which acts as the magnetic medium, is, in the 
case of iron, cobalt, and nickel, of such a nature that it causes a mechanical 
disturbance of the metal mols., the effect of which is to produce magnetic 
attraction or repulsion. This intermolecular space of a magnetic metal is 
changed when the metal is alloyed with another magnetic or non-magnetic 
metal. Thus, even when two magnetic metals, like iron and nickel, are melted 
together, the result may be non-magnetic metal; whereas two non-magnetic 
metals, like manganese and aluminium, may give a .strongly magnetic alloy 
e.g. the Heustler alloys, (’onsequently, the magnetism of one and the same 
magnetic metal may be reduced by heating it to a (‘ertain temp., becaus(* tin*' 
mols. are thus driven farther apart, and the cohesion between thmii is reduc’ed ; 
again, any treatment which disturbs the arrangement in space of the mols, of a 
magnetic metal e.g, cold-working may alter considerably the magn(*tisinof the 
metal. A. Schulze niea.siired the inagneto.striction of alloys. O}»servations W(T(* 
also made on the effect of the magnetic intensity and comentration on the 
magnetostriction of iron-manganese alloys. 

R. Dubois observed that a ferromangane.se, with about 80 per cent, of manganese, 
disintegrated on expo.sure to air. G. Tammann and E. Vaders, and A. N. (’ampbell 
studied the pa.ssivity of these alloys. B. H. Thwaite found that steels with O-fiMl 
and 12*55 per cent, manganese, and respectively 0-16 and O Uti? per cent, of carbon, 
were attacked by dil. nitric acid (1 : 9), so that the former lost 0*1175 and tin* latter 
0*1735 grin. |)er sq. cm. when exposed for the same time. The increa.se in corrodi¬ 
bility of steel when mangane.se is present wa.s al.so noted by V. Berthier, (’. VV. von 
Siemens, T. Turner, E. Heyn and (). Bauer, G. J. Snelus, (’. F. Burgess ami J, Aston, 
C. H. De.sch and S. Whyte, L. Aitchi.son, H. Finkener, and A. S. (’ushrnan. 
R. A. Hadfield and J. A. N. Friend found that in the ab.sence of sulphur, mangan<‘se 
i.s not a particularlv objectionable element in steel. L. B. Pfeil observed that a 
three-layer scale - vul* supra is formed when mangane.se steel is heated to lOtK) 
for a few hours in air. With a 0*71 and a 3 })er cent, manganese steel, the manganese 
in the innermo.st layer was about two-thirds of that jiresent in the original steel, 
whilst in the middle and outer layers a little more manganese w'as presemt than was 
contained in the original steel. U.sually, with other alloy steels, more foreign 
element is contained in the innermost layer than in the middle layer. E. Heyn 
and 0. Bauer noted that with ca.st iron containing 3*5 G, 2*5 Si, ami 0*07 P ami S, 
and expo.sed to tap-water, the relative corrodibilities were : 

Mn . 0-4(» 0-70 0 U9 1-90 2 83 3*08 jkjf cent. 

Corrosion . 100 92 100 94 96 89 

C. F. Burge.ss and J. Aston found that the corrosion of manganese-iron alloys in 
gram.s per sq. dm., on exposure for an hour to 20 per cent, sulphuric acid, and the 
corrosion in kgrms. per sq. metre per year, on ex{> 08 ure to the weather for 162 days 
from July to February, were : 



Magnetizing force - H 

Fio. 483.—Hysteresis Loop of 
12*4 }x»r cent. Manganese Stwl. 
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Mn . 

. 0*506 

1*000 

2000 

3*000 

10*419 

Acid . 

. 0*560 

0*520 

0*725 

MIO 

0*362 

Air 

0*268 

0*390 

0*302 

0*327 

0*435 


Y. Utida and M. Saito measured the loss in weight, in grams per sq. cm., when 
manganese steels with about 0-05 per cent, of carbon are immersed for 24 hrs. in 
10 per cent, acid : 


Mao^i^anese 
HNO3 . 
HCl 

H*S04 . 


0 

0*95 

4-36 

8-41 

13-75 

16*55 per cent, 

0*9380 

0*5090 

0-6464 

0*7720 

0*8263 

0*7570 

0*0712 

0-2191 

0-5015 

0*5520 

0*8930 

0*8570 

0*0990 

0-1854 

0*3055 

0*5999 

2*5850 

3*0120 


5? 0‘0I5 


0‘0I0 


0‘OOSf:^ 



''0 to 10 30'^ 

f^r cent manganese 

Fio. 484.—The Corrosion of 
Manganese Steels by Acids. 


W. Guertler and T Liepus, J. AHt(m, E Maurer, 0. Bauer, R. Dubois, 0. W. Storey, 
E. A. and L. T Richardson, R. A. Hadficld, C, Duisberg, H. G. Haase, 
V. V. Kendall and E. S. Taylerson, and (\ H. Charles 
studied the corrodibility of the iron-manganese 
alloys. S. Satoh studied the nitridization of tliese 
steels by heating them in ammonia at 560" to 580^ 

II. Endo's results, Fig. 484, represent the loss in 
grams per sq. cm., during 5 hrs.’ action, at ordinary 
tern]), on alloys with 0-47 to 0*52 per cent, of 
carbon, and the proportions of manganese indicated. 

R. A. Hadfield and J. A. N. Friend found with steels 
containing 0*10 to 0*9 per cent, of manganese, a 
slight increased resistance to corrosion by taj)-water, 
and wet and dry te^^ts occur with carbon uj) to a])out 0*5 per cent. From this 
point ufiwards, the manganes(‘ affords, generally, a slight jirotection which is 
decided in the wet and dry tests, but is not invariable with sea-water te.sts. The 
manganese raises the corrodibility by sulphuric acid : and E. A. and L. T. Richard¬ 
son observed that manganese enhances the effect of copper in iron in resisting the 
attack of the alloy by corrosive influences. K. Hilgenstock studied the action of 
hydrogen sulphide and of sulphur dioxide on red-hot ferromanganese. R. Schenck 
and A. Kortengraber studied the dissotdation press, of alloys in nitrogen, 
d. A. N. Friend noted the effect of manganese in masking the increased cor¬ 
rodibility caused by the addition of carlion to steels. (’. H. Desch and S. Wh)"te 
oh^erved no definite influence in the co^ro^ion of manganese steels in 5 per cent, 
sodium chloride. The manganese was preferentially dissolved. L. Aitchison found 
that the lo.s.seH of weiglit in grams per 100 sq. cm. are: 



0*28 

0-48 

0*70 

0*87 per cent. 

Mn . 

0*94 

0*91 

1*01 

0*83 

NuCl 3 j>er cent. . 

1*82 

1-94 

2-50 

1*88 

* * 1 10 jH'r (*cnt. 

. 8*16 

8*05 

9*70 

8*80 

4*67 

12*3 

7*08 

6*12 

Tap.water . 

0*9iKl 

0*960 

1*43 

0*872 


R. A. Hadfield and A. N. Friend also measured the effect with tap-water; 
b. Aitchison, (\ Ghapj>ell, and R. A. Hadfield and d. A. N. Friend, sea-water; 
R. A. Hadfield and J. A. N. Friend, the effect when alternately wet and dry ; and 
m 0*5 per cent, sulphuric acid. C. (Tiappell also (observed the effect of dil. sulphuric 
‘H id. R. A. Hadficld and J, A. N. Friend thus summarized their observations : 


{1) The addition of from 0*03 to 1*03 rent, of carbon to iron ronUiining less than 0-2 
|HT rent, of inanganiw results in (n) a Ktea<lily inen*a»ing rate of eoiTosum both in tap-water 
and si'u-water, slight maxima Inking observed in the neiglilxiurhood of 9 0 to 0*8 per cent, 
carbon ; (b) an initial fall in (‘orrosion, with a rajad rise to a maximum with 1*05 per cent, of 
‘ arhon ; (e) a rapid rise* in corrosion to a maximum with 0-8 {ht cent, of carbon when 
exposed to the action of dil. sulphuric acid. There is some difference in the behaviour of 
^tecl towards all the corroding ine<iia in the neighbourhood of the eutectic composition, 
cither a tendency to increased corrosion, or a det*ided increase in corrosion. (2) The 
addition of 0*7 jier cent, manganese to all the steeds rti>8ulted in (u) a very slightly increased 
orrosion in tap-water, sc^-water, and in wet and dry tests, with a carbon-content up to 
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0-4 to 0-5 per cent. From this point upwards, the manganese, in general, affords a slight 
protection which is very decided in the wet and dry tests, but is not invariable in the sea¬ 
water tests. (6) An enormously increased corrosion in dil. sulphuric acid. This is im- 
poi*tant, since in commercial steels the niaiigaiiese frequently ranges from 0-2 to 0*7 per 
cent., and the latter are therefore unsuitod to acidic corroding media. A point of maximum 
corrosion occurs with a smaller per cent, of carbon than in steels with less manganese. 
(3) By increasing the proportion of manganese to 2 per cent, upwards, (a) the corrodibility 
of the steel in neutral soln. is greatly increased, particularly when the carbon-content 
exceeds 0*6 per cent. (6) The corrodibility in dil. sulphuric acid is greatly augmented. 

N. Parravano 29 studied the ternary iron-maoganese-oopper alloys* and his 
results are summarized in Fig. 485. The gap in the binary copper-iron system is 

reduced by the addition of manganese, 
so that with 50 per cent, manganese, the 
solid solubility is complete. The con¬ 
tinuous lines are liquidus curves, the 
dotted lines, solidus curves. F. Oster- 
maim examined the manganese-copper 
steels, with 0*1 to 1-0 per cent, of carbon. 
The iron and copper are miscible in all 
proportions when 20^" above the liquidus 
line. When carbon is added a two-layer 
system is formed in which most of the 
carbon collects in the layer rich in iron ; 
on intrcMiucing Tuanganese, the two-layer 
system is clianged back to a single-layer 
phase. E. L. Nichols studied the elec¬ 
trical resistance of the iron-manganese- 
copper alloys. A number of the.se alloys 
had the remarkable property of decreasing in resistance each time that they w'ere 
subjected to a change of temp.; an alloy containing 80*82 per cent, of copper 
and 19*12 per cent, of ferromanganese, when heated and cooled from 100® to 20 ', 
diminished in resistance with each oj)eration, the diminution being still per¬ 
ceptible at the end of the seventh cycle. On being then raised to a red-heat and 
allowed to cool, a still more marked diminution in the resistance of the above 
alloy was found to have taken place. The temp, coeff. of this alloy was positive, 
and continued to increase as the heating and cooling ])roce88 was repeated. With 
an alloy consisting of 70*65 parts of copper and 29*35 parts of ferromanganese, a 
similar behaviour was observed. After l>eing brought into a condition of stability 
such that further heating and cooling through a range of 8t) had but little permanent 
effect upon its conductivity, it still show'ed, when hard-drawn, an appreciable 
negative temp, coeff. It was then annealed three times at red-heat, the sp. resistance 
and temp, coeff. being determined for the range of 20° to 100° after each annealing. 
The results were as follow : 

lUttfUnce 



20* 

100* 

20* 

TemperMute coedlctent 

Hard 

. 46*10 

46*99 

46*09 

-0000024 

J onc'e . 

. 46*10 

46*18 

46*09 

+ 0000021 

Annealed! twic'e . 

. 4407 

44*33 

44*06 

+0 000068 

(thrice. 

. 42*70 

43*68 

42*74 

+ 0000192 


A number of similar alloys showed, when hard-rolled, a temp, coeff. very near tn 
zero, sometimes positive, sometimes negative. After annealing at 300 to 400 , 
a well-defined negative coeff. was produced. It was found that the positive coeff. 
produced by annealing Could be reduced again by rolling the alloy- With 10 pej 
cent, of ferromanganese, hbe change of resistance is leas than 1 per cent, for 100 . 
Alloys containing from If) to 20 per rent, of ferromanganese have exceedinglv 
small temp, coeff., the coeff. ht 18 per cent, being praotic 4 illy zero. The cx)eff. 
be made to undergo a eonsideh^ble alteration by varying the teiujier of the metal' 



Fig. 486.—The Ternary System ; 
Mn-Fe-Cii. 
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The marked influence of temper upon the conductivity of these alloys renders it 
difficult to determine the precise law of the change in sp. resistance with the com¬ 
position. It would, however, appear from the results that the resistance increases 
nearly in direct proportion to the percentage of ferromanganese. 

T. W. Hogg prepared some u^-manganese-aluminium alloys* and observed 
that the alloy from 5*56 lbs. aluminium, and 50 lbs. of 82 per cent, ferromanganese, 
after standing twelve months, is completely disintegrated. G. Craig suggested 
that the disintegration is due to oxidation. The alloy was magnetic. Both 
manganese and aluminium reduce or destroy the magnetic property of iron, but 
raise the magnetic property when both are present. The mechanical properties 
were studied by P. E. McKinney. 

L. Guillet studied the manganese-silicon steels with 0104 to 0*620 per cent, 
carbon, 0*457 to 2*310 per cent, silicon, and 0*450 to 14*760 per cent, manganese. 
E. Kothny also studied a couple of these alloys. Steels with about 2 per cent, of 
manganese, 0*1 of carbon, and 0*5 to 1*5 of silicon, and also those with 0*5 per cent, 
carbon, 0*5 manganese, and up to 1*8 silicon, are pearlitic, with the grains of ferrite 
the closer the higher is the proportion of silicon. The other steels have polyhedra 
ofy-iron in some cases— e.g. 0*2 C, 2 Mn, and 1*5 Si—with fairly vrell-marked cleavage 
planes, and a few needles of martensite on the borders. Quenching from 850“^ 
renders the pearlitic steels martensitic. They-iron steels remain polyhedral, though 
the 0*2 C, 2 Mn, and 1*5 Si steel becomes wholly martensitic; this steel also becomes 
martensitic on annealing at 950° to 1200°, and when cooled in liquid air. The other 
steels w*ere not changed by cooling in liquid air. The ferrite of the pearlitic steels 
becomes coarser on annealing, while the other steels remain unchanged. No 
precipitation of c^irbon was observed. The case-hardening of the pearlitic steels 
leaves a core of pearlite, a zone of troostite, and an outer zone ofy-iron. If carried 
far enough, pearlite and cementite are formed on the exterior. The mechanical 
tests on the normal steels show that silicon raises the tensile strength and elastic 
limit, and lowers the elongation, reduction of area, and resistance to shock. The 
variation in the elastic limit of the y-iron steels was small. As silicon alters the 
mechanical structure, corresponding alterations occur in the mechanical properties, 
but the addition of silicon is, in general, injurious to manganese steels. Quenching 
raises the tensile strength and elastic limits, but reduces the elongation, reduction of 
area, and resistance to shock. Annealing softens all the steels excepting that with 
0*2 (’, 2 Mil, and 1*5 Si. G. Burns, B. Stoughton and W. E. Harvey, E. W. Col- 
beck and D. Hanson, G. H. Keulegan and M. K. Houseman, G. A. Hawkins and 
co-workers, W. Kiede, S. Heuland, A, B. Kinzel, K. T. Kurten, W. A'enator, and 
E. Mallard discussed the iron-mangaiiese-siliron alloys. P. Nicolau examined their 
thermo-electric properties. F, Kohlhaas patented a mangaiwse-sihroJi-tUaniiim 
.s7eef-0*9 to 1*0 G, 0*4 to 0*7 Si, 9*8 to 10*3 Mn, and 0*2 to 1-4‘Ti. 

L. Guillet prepared manganese-ohromiom steels with 0*128 to 0*923 per cent, 
carbon : 1*92 to 14*02 mangane.se ; and 2*87 to 5*25 chromium. Tlie micro- 
structure shows that these steels may contain (i) pearlite (or troostite) if the propor¬ 
tions of manganese and chromium are not too high ; (ii) martensite—with or 
without carbide; and (iii) polyhedra of y-iron with or without carbide. Ihe 
alterations in structure show that the effect of chromium is superaddod to that of 
the manganese, and when the proportion of chromium is high, a carbide is formed. 
Quenching renders the steels with pearlite wholly martensitic, it may render some 
with polyhedral y-iron martensitic, and it may cause cleavage-planes to appear in 
some of the polyhedra. Annealing has very little effect on the martensitic or 
troostitio steels, but it produces transformations in they-iron, reuderiug it martensitic 
or troostosorbitic— viae the nickel chromium steels. Cooling in liquid air has ver> 
little influence. Stressing in the cold converted the steel with y-iron and mar¬ 
tensite into a martensite steel. The case-hardening of the martensitic steel left a 
central core of martensite, then a zone of troostite intermixed with martensite, 
and then a thin zone ofy-iron. In general, the mechanical projicrties torrespouu 
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with the structure. The normal martensitic steels have a high tensile strength and 
elastic limit, a low elongation and reduction of area, high brittleness, and an 
enormous hardness. The troostitic steels have less sttongly marked properties, 
while those with y-iron have a high tensile strength but low elastic limit, a fairly 
high elongation, a high resistance to shock, and a medium hardness. The presence 
of carbide diminishes the resistance to shock. The changes in the mechanical 
properties which occur on quenching correspond with the microstructure. The 
hardness, tensile strength, and elastic limit generally increase; the elongation, 
reduction of area, and resistance to shock are reduced. Steels with y-iron are 
softened by quenching—the elastic limit is reduced, and the resistance to shock is 
increased. Anne^iling has, in general, but little effect on the mechanical properties, 
though in some cases the hardness, tensile strength, and elastic limit are raised, while 
the elongation, and reduction of area, and resistance to shock are reduced, 
F. M. Beckett, J. M. Becket, A. B. Kinzel and W. B. Miller, and (\ L. (lark and 
A. E. .Whito studied the mechanical properties of these steels. W. Hohn found 
that the corrodibility of a Fe : C'r : Mn (60 : 25 : 15) alloy - normal and annealed 
—expressed as a loss in weight in grams per sq. dm., with 10 per cent, acids, is : 


24 hrs. cold 
1 hr. hot 


HNO3 

N A 

002 0 

002 0 


HjSO^ 

N A 

0*28 0*82 

2*8 3-81 


ll( 1 

X A 

0-34 0 15 

1-40 0-49 


W. Guertler and T. Liepus also .studied the corrodibility of the iron-manganese- 
molybdenum alloys. W. F. Kowden, and G. Burns studied tlie manganese- 
molybdennm-iron alloys ; and P. Berthier, and V. Ehmcke, manganese-tungsten- 
iron alloys ; A. Stavenhagen and H Schuchard prepared manganese-uraniom- 
iron alloys by the thermite process; and W. (’. Hamilton examined some 
manganese-vanadimn-iron alloys. 
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§ 28. Ferrous Oxide and its Hydrate 

The supporters of the phlogiston theory knew that the calx of iron unites with 
different proportions of phlogiston. Thus, in 1777, C. W. Scheele ^ said : 

1 dissolved 2 ounces of martial vitriol in 32 ounces of water, and precipitated the 
soln. with a caustic lye. The precipitate being settled, I decanted the clear liquor, and I 
put the deep green precipitate of iron, together with tho remaining liquor, into a bottle 
and corked it well. After a fortnight (during all of which time I shook the bottle fre¬ 
quently), the green cabc of iron had acquired the colour of crocus martis, and out of 40 
parts of air, 12 were lost. 

J. Priestley made some observations on the oxidation of iron based on the 
phlogiston theory. 

At the end of the eighteenth century, A. L. Lavoisier recognised two stages in 
the oxidation of iron; and, near the beginning of the nineteenth century. 
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C. L. Berthollet believed that a great many oxides of iropi exist—indeed, he was 
inclined to believe that the iron and oxygen form a continuously progressing series 
of indefinite compounds; but J. L. Proust considered that the various oxides 
so-called were mixtures or combinations of ferrous and ferric oxide. C. F. Bucholz, 
and J. Dalton favoured J. L. Proust’s hypothesis; J. P. d’Aubuisson, and 
L. J. Thenard, favoured C. L. Berthollet\s. J. L. Gay Lussac recognized an inter¬ 
mediate variety between ferrous and ferric oxides ; arid J. J. Berzelius at first 
supposed that there are only two oxides, but later proved that there are three 
definite oxides, namely iron monoxide, or ferrous OXide» FeO ; ferrosic oxide, Fe 304 ; 
and ferric oxide, Fe 203 . The oxides with a composition between those of ferrous 
and ferrosic oxides are considered to be solid soln., and have been named wiistite ; 
those with a composition between ferrous oxide and iron have been called oxyferrites, 
and if the iron is also associated with carbon and cooled rapidly, oxyaustenites ; 
and likewise^ also, with those oxides having a composition between those of ferrosic 
and ferric oxides— vide infra ; they form solid soln. which have been called mariites 
—vide ferric oxide. Salts of the unknown iron dioxide, Fe02, and of the unknown 
iron trioxide, FeOs, have also been prepared ; the former are called perferrites, 
and the latter ferrates ; whilst the salts of ferric oxide are called ferrites. There 
is also the supposed iron tetroxide, Fe 04 , and the salts of the corresponding acid, 
namely, the perferrates. 

A. Brun reported that volcanic lava passing from the vitreous to the crystalline 
state traverses a period in which ferrous oxide is deposited as a new mineral which 
he called iozite. The presence of iozite in the lava is taken to indicate that water 
was absent at the time of its formation. The ferrous oxide content of a lava is 
reduced by the oxidizing action of air or steam. Hence, the magma in the crater 
is probably less highly oxidized than the lava outside. The subject was discussed 
by G. Ponte. The individuality of iozite is not yet established as a definite mineral 
species. 

According to R. F. Marchand, when iron is burnt in the oxyhydrogen flame, the 
product of combustion is not the scaly oxide obtained when the metal is burnt 
in oxygen gas, but a fused, malleable mass which dissolves in hydrochloric acid 
with the evolution of hydrogen to form ferrous chloride. R. F. Marchand found 
that the analysis agreed with the assumption that dne Verbindungen des Eisenoxyduls 
mit metallischen Eisen, Fe 3 (FeO), or ferrous suhoxide, or iro7i tetritoxide, Fe 40 , is 
formed. This has not been confirmed; it is thought that the alleged suboxide is 
a mixture or solid soln. of iron and ferrous oxide, or, possibly, ferrosic oxide. 
R. Schenck obtained a product with the ultimate composition Fe 30 , iron tritoxide, 
by the action of a mixture of equal parts of carbon monoxide and dioxide on a 
mixture of magnesia and finely-divided iron at about 650° and atm. press., but 
the work of R. Schenck and co-workers, G. Lepetit, and J. Muller showed that 
the product is really a solid soln. of ferrous oxide and magnesia. I. L. Bell supposed 
that an iron hemioxide, Fe 20 , is formed by the action of carbon monoxide on ferric 
oxide, and L. Dusart, that a similar oxide is produced by the oxidation of the 
hemisulphide with steam at 60° ; but R. Akermann and C. G. Samstrom showed 
that the product obtained by the action of carbon monoxide is a mixture of iron, 
ferrous oxide, and ferrosic oxide. W, Galbraith, and F. R. Eichhof! assumed that a 
product approximating Fe 70 , occurs as an inclusion in iron. 0. R. Wohrmann 
discussed the ferrous oxide inclusions in iron. W. G. Mixter obtained a product 
approximating Fe 504 by the action of a current of nitrogen on ferrous oxalate 
at 900°, but it was considered to be a mixture of iron and ferrous oxide. 
J. B. Ferguson, in his study of the action of water vapour on heated iron, obtained 
no evidence of the formation of any oxide of iron lower than ferrous oxide. 

The solubility of iron in ferrous oxide, observed by A. Matsubara, and 
E. D. Eastman, was found by H. Groebler and co-workers not to exist; the solu¬ 
bility of iron in solid ferrous oxide is inappreciable when examined by the X-radio- 
gram process. F. S. Tritton and D. Hanson reported that molten ferrous oxide 
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dissolves about 1 per cent, of iron. H. le Chatelier and B. Bogitsch noticed that 
oxygen can dissolve in solid iron; and the subject was examined by J. E. Stead, 
and J. H. Whiteley. E. D. Eastman found that ferrous oxide is unstable with 
respect to iron below 550° ; but although iron is not appreciably soluble in ferrous 
oxide, ferrous oxide is soluble in iron to the extent of 20 to 25 molar per cent.— 
i.e, 6 to 8 per cent, of oxygen. F. S. Tritton and D. Hanson obtained an equilibrium 
diagram for iron containing from 0*1 per cent, oxygen up to approximately 22 per 
cent., represented by the compound FeO. There is a large range of immiscibility 
of the two components, which in the molten state separate into two liquid layers. 
C. H. Herty and J. M. Gaines found that arrest points for 8 -, y-, and jS-iron are 
not affected by the presence of from 0*12 to 0-21 per cent, of oxygen. The solubility 
of ferrous oxide in y-iron is rather greater than it is in a-iron, because the A 3 -arrest 
is lowered by the presence of the oxide. The lowering of the A 3 -arrest is accom¬ 
panied by the raising of the A 4 -arre 8 t. K. Schonert gave for the solubility of oxygen 
as ferrous oxide in a-, j 8 -, and y-iron respectively 0*03, 0*13, and 0*15 to 0*19 per 
cent. The proportion dissolved in a-iron increases with a rising temp., so that in 
molten iron at the f.p. the solubility is 0*21 per cent., and the f.p. is 
depressed to 1509°. When more oxygen is present, two solid phases are 
formed, the phase rich in oxygen contains about 0*21 per cent, of oxygen, and 
it consists mainly of ferrous oxide, 
a little ferric oxide, and 0*99 per 
cent, of free iron. The m.p. is 
lowered from 1535° to 1530° with 
the dissolution of 0*21 per cent, 
of oxygen ; beyond this cone, of 
oxygen two liquid layers are 
formed. The solubility of oxygen 
in solid iron is taken to approxi¬ 
mate to 0*05 per cent, oxygen ; 
and the solubility of iron in the 
oxide about 1 per cent. C. Bene¬ 
dicks and H. Lofquist represented 
the equilibrium diagram by Fig. 

486. The diagram is based on the 
oViservations of R. Akermann and 

G. G. Sarnstrom on the solid 
})hases in the system ; of L. Wohler 
and co-workers on the reduction of iron oxide with carbon monoxide ; of 

R. B. Sosman and J. C. Hostetter on the equilibrium conditions when steam 
acts on iron ; and on the assumed existence of solid soln. between the phases 
Fe and FeO, FeO and Fe 304 , and Fe 304 and Fe 203 , discussed by W. Mathesius, 
P. Gocircns, H. Moissan, etc.— vide infra. In C. Benedicks and H. Lofquist’s 
diagram the m.p. of iron is lowered to B by the presence of dissolved ferrous 
oxide, and BD represents the solubility curve of ferrous oxide in molten iron 
determined approximately by C. 0 . de Ooussergues, and more exactly by 
C. H. Herty. In the higher ranges of temp., liquid ferrous oxide and iron are only 
partially miscible, and it is estimated that the two solubility lines meet near 2(XX)°, 
when the two phases become completely soluble. The f.p. of ferrous oxide is con¬ 
sidered to be near 1370°, so that the curve CGM extends at least to 1370°, and M 
falls to the right of the wiistite area. The eutectic N was observed by P. Oberhoffer 
and K. d’Huart to occur at about 1200 °, with about 24 per cent, of oxygen. 

S. Hilpert and others examined the system Fe 0 ~Fe 203 , but the data are somewhat 
indefinite. Although R. B. Sosman and J. (’. Hostetter consider that there rs a 
continuous series of solid soln. between Fe 203 and Fe 304 , C. Benedicks and 

H. Lofquist consider that the great difference in the crystal structure of the two 
oxides favours the view that the miscibility is partial. The polymorphic forms of 



Fig. 486.—Equilibrium diagrams of tho Tron- 
Oxyp^cn System. 
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ferric and ferrosic oxides are not included in the diagram. The diagram was dis¬ 
cussed by R. Schenck and T. Dingmann, P. Oberhoffer, E. Janecke, R. Akerman, 
W. Austin, E. D. Eastman, E. W. Ehn, A. Matsubara, H. Monden, J. A. Picard, 
J. A. Picard and F. M. Potter, R. B. Sosman and J. C. Hostetter, J. E. Stead, 
A. E. White and J. S. Vanick, F. Sauerwald and W. Huramitzsch, and J. H. Whiteley. 

Th& soluhilitif of oxygen or ferrous oxide in molten iron was examined by 
A. Ledebur, P. Oberhoffer and K. d’Huart, F. Schmitz, A. Wimmer, and 
L. Romanoff. A. Jjedebiir found a maximum solubility of 0*24 per cent, of oxygen 
in liquid steel; F. S. Tritton and D. Hanson, K. Schonert, and C. H. Herty gave 
0*21 per cent, at 1530°, and above that temp, the mixture separates into two layers ; 
and A. Wimmer, 0*20 per cent, for iron at 40° or 50° above its m.p. C. H. Herty 
and J. M. Gaines gave for the solubility at 1535°, 0*94 per cent, of FeO, or 0-21 per 
cent, of oxygen ; at 1600°, 1-36 per cent, of FeO, or 0*304 per cent, of oxygen; 
and at 1700°, 2*02 per cent, of FeO, or 0*452 per cent, of oxygen. H. le Chatelier 
observed that the dissociation press., p, of ferrous oxide dissolved in iron is 
px 10 “ 8 —(1*1C)2^ where C denotes the cone, of the dissolved ferrous oxide. 
C. C. de Coussergues gave zero at 1400°, 1 per cent, at 1700°, and 3 per cent, at 
1800°. 

R. Schenck and T. Dingmann found a solubility of 2*8 per cent, ferrous oxide 
in solid iron at 10(X)°, and 2*05 per cent, at 7(X)°. R. Schenck and co-workers later 
said that this result is only apparent, and is due to the formation of unstable wiistite ; 
the solubility is 0*4 per cent, at 8(X)° and 1(X)0° ; and they assumed a solubility 
of 0*8 per cent, at 7(K)°. E. D. Eastman and R. M. Evans obtained a 5 per cent, 
solubility in iron at 772°; and A. Matsubara 6 to 7 per cent. For the solubility 
of oxygen in a-iron A. Wimmer gave 0*035 per cent., T. D. Yensen 0*4 per cent.; 
F. S. Tritton and D. Hanson gave 0*055 per cent, and P. Oberhoffer and co-workers 
0*05 per cent. The solubility of oxygen in so-called j8-iron was estimated by 
A. Wimmer to be 0*13 per cent., and a eutectic structure could be detected in iron 
with this proportion of oxygon. W. Dunwald and C\ Wagner said that the solubility 
of oxygen in a- and y-ferrites between 800° and 1000° is less than 0*01 per cent. 
The subject was discussed by H. Esser. The solubility of oxygen in y-iron was 
measured by W. Austin, E. L. Reed, H. Monden, A. McCance, K. Schonert, 
V. Oberhoffer and co-workers, C. Benedicks and H. Lofquist, L. von Friesen, and 
J. C. W. Humfrey. The high values are based on equilibrium measurements, and 
the low values on the microstructure. Observations based on X-radiograms were 
made by H. Groebler and co-workers ; and the magnetic measurements of J. Huggett 
and co-workers show no appreciable solubility of ferrous oxide in iron. W. Krings 
and J. Kempkens showed that the high values for the solubility of oxygen in iron 
are probably wrong, and they obtained 0*lld;:0*015 per cent, at 715°, and 0*095 
i0*010 2 )er cent, at 800°. Even this is higher than the observed values for the 
quantity of oxygen in commercial iron, where the proportion is of the order 0*05 per 
cent. The results obtained by heating iron in mixtures of steam and hydrogen for 
24 to 65 hrs. at 715°, when the estimated partial press, of the oxygen was p, were 
as follow : 

Steam . . 28 0 24 0 18*5 10 0 2-5 trace per cent. 

/>X 1031 atm. . ().g 7 o.r ,7 0:105 0*0707 000:i8 — 

Oxygen in iron . 0*0862 0*08:12 0*0832 0*0832 0*0678 0*0185 per cent. 

The limiting value is extrapolated to be 0*11 per cent. The results are in liar- 
mony with those obtained for the equilibrium : Fe 0 +H 2 ^Fe-f-H 20 — vide su'pra. 

R. Schenck studied the solid soln. of small quantities of ferrous oxide in iron, 
and he called them 0X3rferrite» or rather oxoferrite ; if the ferrite be replaced by 
austenite, then the corresponding solid soln. is called oxyaustenite. Ferrous oxide 
does not occur as a solid phase, but it is part of a series of solid soln. of FeO and 
Fe 304 called wiistite. Ferrous oxide is the dominant constituent of wiistite. At 
higher temp, the solid soln. wiistite approximates FeO. R. Schenck and co-workers 
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found that in the reaction Fe 0 -f-C 0 ^Fe+C 02 , the proportions of stable oxyferrite, 
and wiistite formed are those indicated in Table LXXXVIII and Fig. 487. Wlistite 
can exist as a homogeneous solid soln. of variable composition only above 570° 
and all mixtures intermediate between oxyferrite and magnetite, below 570°, split 
into these components to form a heterogeneous mixture. Wiistire, however, may 
occur as a metastable phase down to about 
420°. Oxyferrite also occurs as a homogeneous 
stable phase. Any mixture of intermediate 
composition cannot exist as a stable, homo¬ 
geneous phase, but splits up into two solid 
soln., Wlistite and oxyferrite. The mixture at 
the oxyferrite side will be oxyferrite saturated 
with Wlistite, «nnd that at the wiistite side will 
be wiistite saturated with oxyferrite or iron. 

There is a similar heterogeneous phase be¬ 
tween wiistite and magnetite. There is a 
doubt whether K. Schenck has adopted the cor¬ 
rect position for the wiistite area ; E. D. East¬ 
man and R. M. Evans placed their wiistite 
area astride tlie jiortion of the diagram corre¬ 
sponding with FeO. The subject was also studied by C. H. Mathewson and co¬ 
workers, U. Hofmann and E. Groll, and R. Schenck and E. Ilengler. E. R. Jette 
and F. Foote studied the homogeneity of wustite, and found that it decomposes 
between 565 and 570' ; they also showed that all samples had the space-lattice 
of FeO. 

0. (\ Ralston said that if R. Bchenck's position for wiistite be accepted, no one 
could possibly })repare ferrous oxide by gas reduction or oxidation methods, and 
hence it is better to sliift the position of the wustite area to the left so that it includes 
ferrous oxide. R. Schenck s diagram does not show any difference between the 
solubility of wustite in a-iron and in y-iron. K. Schonert, and 0. 0. Ralston sug¬ 
gested that the lower slope of the oxyferrite boundary between 570° and 8(X)° is 
associated with the properties of a-iron, and with those of y-iron at a higher temp. 
By re-plotting R. Schenck’s data, 0. C. Ralston obtained the curves, Fig. 488, 
in which the lower one represents the solubility of ferrous oxide in a-iron, and the 
up])er curve its solubility in y-iron. The A 3 -arrest is presumably lowered by the 
presence of ferrous oxide down to a eutectoid which had not been located but is 
somewhere in the range between 700° and 800°. 



Fia. 487.—Iron-Oxycen System 
(Stable). 


Tahi.i: LXXXVIII.— The Iron-Oxygen System. 
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O. ('. Ralston plotted the pressure data of R. B. Sosman and J. C. Hostetter, 
and (d L. Wohler and R. Gunther in the theoretical diagram of A. Sinits and 
VOL. xiir. 2 z 
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J. M. Bijvoet, and obtained the diagram Fig. 489, which does not show the region 
occupied by the solid soln. oxyferrite and wustite— cf. Figs. 487 and 488. 

Ferrous oxide is metastable at ordinary temp. It is stable above approximately 
570°, but below that temp. G. Chaudron and co-workors showed that it breaks up 
in accord with the equation 4 Fe 0 F=^Fe 304 +Fe. The invariant or triple point was 
given at 570° by G. Chaudron, A. Smits and J. M*. Bijvoet, R. B. Sosman, 
W. Reinders, P. van Groningen, E. D. Eastman and R. M. Evans, and L. Wohler 
and R. Gunther ; J. B. Ferguson gave 578° ; and M. Tigerschiold, 535°. Obviously, 
therefore, in preparing ferrous oxide by the reduction of a higher oxide with hydrogen 
or carbon monoxide, the temp, must exceed this invariant point, 570°, for below 
that temp, ferrous oxide is metastable with respect to Fe+Fe 304 , and instead 
of reducing ferrosic oxide to ferrous oxide, the tendency will be for ferrosic oxide 
to pass directly to iron without the intermediate stage, ferrous oxide, appearing at 
all. This brings under suspicion all the alleged preparations of ferrous oxide by 
the gaseous reduction of the higher oxides where these limitations have not been 
taken into consideration; and it shows a reason for the difficulty in })reparing 
ferrous oxide free from magnetite and iron. Further, the equilibrium diagram, 
Fig. 486, shows that stable ferrous oxide cannot separate in a pure condition from 
a melt; it loses its identity at its m.p., 1370°, and it is metastable below 570°. 


1000 '' 

300 '' 

800" 



700 

600 

500 




Per cent of oxygen 


Fig. 488.—The Oxyferrite S^^st/ern. 



Fj(.. 489.-— I’r(‘Hsuro-Tejnj)eiature 
Diagram for tlie Syatt*m Fo-O. 


According to J. B. Ferguson, and G. Chaudron and H. Forestier, the dissociation 
of ferrous oxide is reversible, for the reaction products—magnetite or ferrosic oxide, 
and iron—recombine to form ferrous oxide at temp, exceeding 570°. J. B. Ferguson 
kept a sample of ferrous oxide between 300° and 570° to allow complete decom¬ 
position to take place, and he then kept portions of the material at different temp, 
exceeding 570° for 5 hrs., and the results show that the iron and ferrosic oxide 
recombine to form ferrous oxide at temp, exceeding 570°; similarly, samples of 
ferrous oxide kept for 5 hrs. at different temp, below 570° slowly broke up at 
536°, and the percentage decomposition increased as the temp, was lowered, until 
at 436° there was a 65 per cent, decomposition. This shows that the-ferrous oxide 
must be super-cooled some distance below 570° before the rate of decomposition 
is appreciable during 5 hrs. G. Chaudron and H. Forestier found that about 78 per 
cent, ferrous oxide was decomposed in 8 hrs. at 445°. The rate of decomposition 
of ferrous oxide is a maximum at 480°, when about 80 per cent, decomposed in 
24 hrs., and below 300° virtually no decomposition occurs during that period. 
Unlike J. B. Ferguson, G. Chaudron and H, Forestier obtained only a 50 per cent, 
recombination in 12 hrs. at 600°. The speed of decomposition is in accord with 
(lo^dt~k[\Of)—QcY, where x denotes the percentage decomposition in the time /, 
and A; is a constant. The rate of decomposition is thus proportional to the 4th 
power of the concentration of the undecomposed ferrous oxide: 4 Fe 0 ^Fe+Fe 304 . 
The unit crystal cubic lattice contains four FeO molecules. According to 
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J. B. Ferguson, the invariant point 570° is lowered when ferrosic oxide is in solid 
soln. in the ferrous oxide, so that the new invariant point is between the solid 
soln., ferrosic oxide, iron, and gas. 

It follows from these observations that ferrous oxide prepared at high temp, 
can be safely cooled to room temp, without appreciable decomposition provided 
it be cooled rapidly through the range 
570° to 300°; but if the product be 
slowly cooled, it will be contaminated 
with more or less ferrosic oxide and 
iron. At ordinary temp, the oxide is 
in a metastable state, and it can be 
preserved indefinitely provided it be 
protected from atm. oxidation. The 
preparation of ferrous oxide by the 
oxidation of iron or by the reduction 
of ferric or ferrosic oxide was discussed 
by S. Hilpert and J. Beyer, G. Chaud- 
ron and H. Forestier, J. B. Ferguson, 

L. Wohler and R. Gunther, L. E. Gru- 
ner, and G. Lepetit. The curves for 
the isothermal reduction of ferric oxide by carbon monoxide by R. Schenck at 
700°, 800°, and 950°, and by A. Matsubara at 863°, 1070°, and 1175°, arc shown 
in Fig. 490. The curves show the progress of the deoxidation at these temp. 
R, Schcnck found that the mixture of ferrous and ferrosic oxides obtained at 
different temp, contained 



Fig. 490.—The Isothermal Reduction of 
Ferric Oxide. 
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The curves show complications caused by the carburization of the iron when the 
proportion of oxygen in the solid has been reduced to about 8 per cent. R. Schenck’s 
interpretation of the equilibria in the reaction between iron oxide and carbon 
monoxide, at one atm. press., is illustrated by Figs. 491 to 499. The dotted line 
refers to the producer gas equilibrium; C refers to the bivariant equilibrium : 
2C0^C -fC02- The various fields of bivariant equilif ria are numbered 1 to 5 ; 
(1) refers to Fe 304 , wiistite, and gas ; (2) wiistite, oxyferrite, and gas ; (3) Fe 3 C, 
oxyaustenite, and gas j (4) wiistite, oxyaustenite, and gas ; and (5) oxyferrite, 
oxyaustenite, and gas. W refers to the wiistite field ; Fe, to the oxyferrite field ; 
and A to the oxyaustenite field. 

The increase in the proportion of carbon monoxide required for the reduction, 
that is, the lessened activity of tlie ferrous oxide near the iron-edge of the diagram. 
Fig. 490, is attributed to the disappearance of the pure ferrous oxide phase, and to 
the fact that the remaining ferrous oxide exists in solid soln. in the iron, and is 
then more difficult to reduce to metal. J. B. Ferguson suggested that two different 
forms of ferrous oxide may be concerned in the phenomenon. This is the region 
whore R. Schenck’s oxyferrite is formed. The subject was discussed by 
0. C. Ralston. H. Groebler and P. Oberhoffer obtained by the reduction process 
97*8 per cent, ferrous oxide at 800°. They also attempted to remove iron from the 
product of the reduction by chemical agents, but the results were not good ; a 
95 per cent, ferrous oxide was so obtained. A. Smits and J. M. Bijvoet have dis¬ 
cussed this subject from another aspect/— mde infra, ferric oxide. The work of 
E. Baur and A. Glassner, L. Wohler and 0. Balz, P. P. Fedoteeff and T. N. Petrenko, 
R. Schenck and co-workers, M. I^evin, H. Nippert, H. Kamiira, J. B. Ferguson, 
H. J. van Royen, V. Falcke, E. Terres and A. Pongraez, A. Matsubara, and 
G. Chaudron on the equilibrium if=[C02]/[C0J, in the presence of iron and its 
oxides, at the absolute temp. T, summarized by E. D. Eastman, is indicated in 
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Fig. 502. According to 0. C. Ralston, the horizontal lines represent equilibria 
between pairs of phases of approximately constant composition, whether pure com¬ 
pounds or solid soln. The portions curving away from the horizontal are obtained 
when the relative amount of one phase or another is small. Between Fe 304 and 
FeO the isotherms show a horizontal portion which does not quite reach Fe 304 or 
FeO, but is cut off by sloping portions of the curve. In this case, on the side next 
to FeO the change in direction is at the point where all of the free Fe 304 is exhausted, 
and only a solid soln. of Fe 304 in FeO is left in equilibrium with the gas ; and then 
for every decrease in the amount of dissolved Fe 304 , gas of increased reducing power 



is necessary until all of the re 304 is gone. Similarly, on the sloi)ing branch of the 
curve next to the composition of Fe 304 , the FeO dissolves in the Fe 304 in solid 
soln., as Fe 304 is reduced to FeO, reducing the activity of the Fe 304 and requiring 
gas of higher reducing power for the next step until enough FeO has been formed 
to saturate the Fe 304 . Afterwards the curve runs horizontally, excess FeO merely 
dissolving Fe 304 to form a sat. soln. of Fe 304 in FeO. The horizontal part of the 
curve is therefore actually one of equilibrium between two sat. soln , one mainly 
made up of magnetite and the other of leO. The ends of the horizontal portions 
of the curves give directly the analyses of the sat. soln. 

The dotted curve. Fig. 490, summarizes E. D. Eastman and R. M. Evans’s 
results for the oxidation of iron by water vapour at 772°—when hydrogen is sub¬ 
stituted for carbon monoxide as ordinate. The solid phase is here free from carbides, 
and again the phenomenon due to a decrease in the activity of the ferrous oxide, 
observed with carbon monoxide, occurs near the iron-edge of the diagram. The 
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oxidation begins at about 750*^ with a gas mixture containing a less ratio than 
0*54 of water vapour to hydrogen ; below this temp., slightly oxidized specimens 
are reduced. The work of H. St. G. Deville, G. Preuner, G. Ohaudron, P. P. Fedo- 
teefi and T. N. Petrenko, P. H. Emmett and J. F. Shultz, L. Wohler, and 
E. Schreiner and F. B. Grimnes on the equilibrium -K’~[H20]/[H2], in the presence 
of iron and its oxides, at the absolute temp. T, summarized by E. D. Eastman, is 
indicated in Fig. 501. These diagrams show the regions of stability of ferrous and 



l^iG. 500.—Equilibrium of the Solid 1 bases Fig. 601.—^Equilibrium of the Solid Phases 
in the System with Iron, Iron Oxide, in the System with Iron, Iron Oxides, 
and Carbon Oxides. Hydrogen, and Steam. 


feriohic oxidc's at different teiii])., and in the presence of the respective gases. 
M. Tigerschiold found that ferrous oxide is more readily reduced by hydrogen above 
800", and by carbon monoxide below that temp. W. Biltz and H. Muller gave 
valu(‘s foi the ratio Pu^o/Pii^; for Fej 04 /Fe, A^—0*2 to 0*4 between 430° and 
550"’; for F(‘0/F(‘, A"—0-5 to 1*0 between 620° and 1000° ; for Fe 304 /Fe 0 , A--0-6 
to 10 betv\een 590° and 1050° ; and for Fe 203 /Fe 304 , A—7*5 to 18 between 350° 
and 930°, 


Fi. Sclieil and E. H. Schulz developed a series of curves from K. Schenck’s data 
showing the (dfeot of press, on the equilibrium, and the isobars for 200 and 
1200 mm. are shown in Figs. 502 


and 503. x refers to another phase 
(solid soil!.). 

The preparation of ferrous 
oxide. —Ferrous oxide of a high 
degree of purity has not been 
prepared. K. B. Sosman and 
J. G. Hostetter always obtained 
a product containing iron or iron 
carbide, magnetite, or some oxide 
intermediate in composition be¬ 
tween FeO and Fe 304 . S. Hilport 
and J. Beyer obtained a product 



Figs. 502 and 603.—Isobars for the SysUmi: 
C-Fc-0. 


free from metallic iron but in 


which some magnetic oxide was present. As just indicated, the failure to pr(‘pare 
ferrous oxide free from ferrosic oxide is attributed to the formation of a solid 


soln. of the two oxides, and A. Smits and J. M. Bijvoet also suggested that over 
a particular range of temp, ferrous oxide has a higher dissociation press, than 
ferrosic oxide, so tliat the reaction: 4FcO - Fe 304 4 Fe may occur as in the 
analogous case of iridous oxide: 2Ir0=Ir02+Ir obseiwed by L. Wohler and 
co-workers. On account of the instability of ferrous oxide if heated above or 
cooled below 570°, E. D. Eastman, R. W. G. Wyckoff and E. D. Crittenden, 
R. Schenck, and L. Wohler and R. Gunther consider that ferrous oxide cannot be 
deliberately prepared without some decomposition ; whilst K. Hofmann held that 
ferric oxide leduced by hydrogen at 564° consists essentially of ferrous oxide. The 
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Bubject was discussed by (>. Cliaudron, S. Hilpert and .1. Beyer, and K. ScllcncA: 
and T. Dingmann. 

According to the analyHe» of A. L. Lavoisier, J. Ij. Proust, J. W. Dobereiner, 
J. J. Berzelius, L. J. Thenard, J. L. Gay Lussac, and C. F. Bucholz, the proportions 
of iron in samples prepared by the oxidation of iron or the reduction of ferric oxide 
have from 73 to 78 per cent, of iron when the theoretical value for FeO is 77*14 
per cent. R. Schenck, and 0. Pattenhausen said that commercial ferrous oxide is 
mainly ferrosic oxide, Fe 304 . 

According to 0. F. Bucholz, ferrous oxide is a product of the action of steam on 
red-hot iron, and G. Chaudron stated that the reaction Fe-f H20F^Fe0-hH2 
occurs at 570''. H. Nippert, and L. Wohler and R. Gunther studied the reaction— 
vide supra, J. A. N. Friend said that ferrous oxide is produced by heating iron in 
steam at 350° ; and H. Debray, that ferric oxide is reduced to ferrous oxide by 
one vol. of water vapour mixed with one to three vols. of hydrogen. According 
to S. Hilpert and J. Beyer, the ferrous oxide is formed in an increasing proportion 
as the temp, is raised ; thus, at 700*^, the product contains 85 per cent, of FeO, and 
at 800°, 92 per cent., but pure ferrous oxide is not obtained even at 1100° ; nor 
was it possible to obtain pure ferrous oxide by the oxidation of reduced iron in a 
mixture of steam and hydrogen. R. M. Bozorth also observed that when steam 
acted on iron at 700°, he found a 2 x 10'2 cm. inner layer of ferrous oxide, a 2 X10“^^ 
cm. layer of ferrosic oxide, and an outer 2 xl0“*^ cm. layer of ferric oxide. 

According to G. Tissandier, iron can be oxidized to ferrous oxide by heating it 
to bright redness in a current of carbon dioxide. I. L. Bell obtained a similar result 
by using a mixture of equal vols. of carbon monoxide and dioxide ; A. Laurent 
said that the product is ferrosic oxide ; and H. Nippert, that at 720° ferrous oxide 
is produced. The reaction has been previously discussed by G. Lepetit, R. Schenck 
and T. Dingmann, etc., in connection with the blast furnace. 

G. Chaudron and co-workers observed that at a temp, exceeding 570°, iron 
reacts with ferrosic oxide to form ferrous oxide, so that at 592°, 24 per cent, was 
transformed in 24 hrs., and 51 per cent, at 600°. P. Oberhoffer and H. Schenck 
said that the reaction is nearly complete at 1600°. C. N. Schuette and C. G. Maier, 
and C. T. Anderson studied the reaction. L. Wohler and R. Gunther did not notice 
the reaction Fe 304 -l-Fe” 4 FeO, because their mixture was too coarse-grained. 
W. Mills obtained an impure product by heating ferric oxide with iron : Fe 4 -Fe 203 
—3FeO ; and R. W. G. Wyckoff and E. D. Crittenden obtained impure ferrous oxide 
by fusing magnetite with iron^—analysis : 0*54, Fe ; 78*40, FeO ; 20*32, Fe 304 . 
R. W. Millar tried unsuccessfully to purify the sample, but he did succeed in raising 
the ferrous oxide to 82*95 per cent. J. H. Whiteley, F. S. Tritton and D. Hanson, 
and C. H. Herty also obtained analogous products. G. Tammann and E. Kordes 
observed that the reaction Fe d-PbO~Pb j FeO begins at about 460°, and Fe-fCuO 
=FeO 4 Cu at 610°, 

P. Sabatier and J. B. Senderena said that ferrous oxide is formed at 200° when 
nitrous oxide is passed over iron ; and F. Emich added that ferric oxide is the end- 
product of this reaction. J. Fer^e stated that ferrous oxide is produced when iron 
amalgam is slowly oxidized by exposure to air, but this reaction is not to be regarded 
seriously as a method of })reparation. W. Vaubel obtained ferrous oxide as a 
product of the action of ammonium nitrate on iron ; F. Martin and P. Fuchs, as 
a product of the reduction of alkaline earth sulphates with iron ; and A. de Meritens, 
by the anodic oxidation of iron. 

According to F. Stromeyer, H. W. F. Wackenroder and F. Stromeyer, and 
G. Magnus, ferric oxide, at the softening temp, of glass, is reduced by hydrogen to 
ferrous oxide ; and M. Siewert added that the reduction to ferrous oxide occurs at 
280° to 300°— vide infra, the action of hydrogen on ferric oxide. The ferrous oxide 
produced at this low temp, is pyrophoric, but it loses this property if kept in 
hydrogen for about 12 hrs. The product is very liable to be contaminated with 
ferrosic oxide, but H. Moissan said that he obtained a product of a high degree of 
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purity by heating lerric oxide at 500'' in hydrogen for 20 mins. As indicated above, 
the reaction involves some complex equilibria, discussed previously in connection 
with the blast furnace. H. Debray obtained ferrous oxide by reducing ferric oxide 
with a mixture of one to three vols. of hydrogen, and one vol. of stean\ at a red-heat. 
The equilibrium conditions with water vapour were discussed by S. llilpert and 
J. Beyer, J. Beyer, L. Wohler and R. Gunther, and G. Chaudron— vide supra. 

H. Moissan obtained ferrous oxide by reducing ferric oxide in a current of dry 
carbon monoxide at 500° ; and H. Debray, I. L. Bell, and F. Leplay and A. Laurent 
employed a mixture of equal vols. of carbon monoxide and dioxide ; C. R. A. Wright 
and A. P. Luff said that the product at a bright red-heat has the composition 
FcieOi?. 0. Pattenhausen said that with a mixture of equal vols. of carbon 
monoxide and dioxide, ferric oxide heated at first to 775° and then to 825° yields 
a product with 83 to 84 per cent. FeO ; and at 850° to 870°, one with 84*5 per cent. 
FeO ; G. ('haudron obtained ferrous oxide at 800° to 1000° after 3 hrs.' exposure 
to the mixture of equal vols. of carbon monoxide and dioxide. L. Wohler and 
R. Giinther said that the product is not to be regarded as pure ferrous oxide ; but 
H. Groebler and P. Oberhoffer, and H. Groebler obtained a product with 99*3 per 
cent. FeO and only 0*7 Fe 304 . R. Schenck could not obtain ferrous oxide as an 
indc])cndent solid phase by reducing ferrosic oxide with carbon monoxide up to 
1100°, although he did get a feebly magnetic sample with 0-1 per cent, of iron in 
excess of that required for ferrous oxide by reducing ferric oxide at 800° with the 
equilibrium mixture of 66*66 per cent, of carbon monoxide and 33*33 per cent, of 
carbon dioxide. The equilibrium conditions in the reaction were studied by 
R. Schenck and co-workcrs, J. Muller, G. Lepetit, etc.— vide supra. C. H. Herty 
and G. R. Fitterer heated ferric oxide in a graphite crucible in an electric furnace, 
removed the iron and iron carbide by a magnet, and found the remaining product 
contained 98*9 per cent. FeO. The preceding observations weaken confidence in 
the old methods which have been reported for preparing ferrous oxide. J. von Liebig 
said that ferrous oxide is formed when dry ferrous oxalate is heated to 150° or 160°, 
in the absence of air, and cooled in an atmosphere of carbon dioxide. A. Vogel, 
and G. Magnus obtained pyrophoric ferrous oxide by a similar process; 
and the ])roducts of this reaction were discussed by C. F. Rammelsberg, and 
J. W. B. Dobereiner. According to H. Moissan, and W. G. Mixter, in order to avoid 
the separation of carbon, or the formation of a carbide, it is an advantage to heat 
the ferrous oxalate gradually up to 520° in a current of nitrogen, and finish off at 
about 900°, The product contains a little iron. S. Birnie, M. Herschkowitz, 

Falcke, and H. Nippert were also of the opinion that the products of the reaction 
are iron, hurous and ferrosic oxides, carbon, and possibly undecomposed oxalate. 
H. le Chatelier reported ferrous oxide to be formed when a mixture of ferrous car¬ 
bonate' and oxalate is heated in a current of equal vols. of hydrogen and carbon 
dioxide ; but 0. Ruff and E. Gersten alw'ays obtained a product contaminated wdth 
ferrosic oxide and carbon. H. Moissan said that ferrous oxide, along wuth some 
ferrosic oxide, is produced wh(*n ferrous carbonate is rapidly heated. R. Bottger said 
that ferrous oxide is formed when ferrous oxalate is added to a boiling solu. of po¬ 
tassium hydroxide ; and J. Riban, when a 5 percent, soln. of ferrous formate or acetate 
is heated in a sealed tube at 175°, but in both cases some ferrosic oxide is formed. 

Ferrous oxide has been reported by F. Bode to be formed in J. Hollway's 
process of desulphurizing copper pyrites in the Bessemer converter ; by L. Benedek, 
wdien ])yrites is heated to 300° or 400° in w'ater vapour ; by A. Brim, when basic 
volcanic glasses are heated to 800° in vacuo ; and by E. Diepschlag and 11. Fliegen- 
schmidt, when ferrous silicate is heated to 12(K)° in the presence of an excess of lime. 
It is common to find that the metal oxides produced at a low temp, are more chemi¬ 
cally active than those which have been heated to a high temp. This, for instance, 
is the case with alumina, chromic oxide, ferric oxide, etc. In some cases there is an 
evolution of heat as the oxide is transformed into the insoluble form^— vide 6. 33, 10 ; 
and vide infra^ the calorescence of ferric oxide. R. W. Millar’s sp. ht. curve, Fig. 504, 
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lias a peak at —170°. H. Moissan said that ferrous oxide can exist in two allotropio 
forms according as it has been produced at a high or at a low temp. He said thnt 
the variety produced below 600° is more chemically active, for on exposure to air 
it unites with oxygen so rapidly that the whole mass may become incandescent; 

it decomposes water slowly in the cold, but more 
rapidly at the b.p. ; it is readily soluble even in dil. 
acids such as acetic acid; it easily displaces ammonia 
from its salts ; and it begins to be reduced by hydrogen 
at about 280°. On the other hand, ferrous oxide 
which has been heated above 1000° is no longer pyro¬ 
phoric on exposure to air; it does not d(‘compose 
Fia. 504.— rThe Molecular water ; it is not soluble in dil. acetic acid ; it is not 
Oxi^es^^ ^ reduced by hydrogen below 330°. F. Glaser gave 

370° for the temp, of reduction of ferrous oxide by 
hydrogen. The two varieties when oxidized to ferrosic oxide give products which 
show some differences (fj.v.). G. Chaudron suggested that two varieties are in 
the one case ferrous oxide stable above 570° and in the other case a mixture of 
ferrosic oxide and iron : 4Fe0^Fc8044 Fe, which has a transition temp, at about 
570°— vide infra^ magnetic properties of ferrous oxide. 

The physical properties of ferrous oxide. —Ferrous oxide, when prepared by 
gaseous reduction, is a black powder, and when obtained by fusion processes, it is 
black and massive. Polished surfaces were found by H. E. Merwin to show the 
presence of magnetite by heat etching—the ferrous oxide at a red-heat assumes a 
matt appearance, whilst magnetite remains unafiected. The crystals are cubic. 
H. Groebler and P. Oberhoffer examined the X-radiogram of solid soln. with 
ferrosic oxide {q.v.), R. W. G. Wyckoff and E. D. Crittenden observed that the 
X-radiogram of ferrous oxide corresponds with a space-lattic(‘ of the sodium 
chloride type ; the length of unit cube is a—4*2944 A., V. M. Goldschmidt and 
co-workers found a=4*27 A., and G. Natta, 4*28 A. 1). AV. Murphy and co-workers 
obtained a=4*289 A. at temp, near the m.p. R. AV. G. AVyckoff and E. D. Crittenden 
concluded that the unit cell contains 4 mols. of FeO. The unit cube of ferrous oxide 
containing some magnetite is slightly larger than is the case with ferrous oxide 
alone. The calculated specific gravity is 5*99, whereas the observed value making 
corrections for the ferrosic oxide impurity is 5*72. S. Hilpert and J. Beyer reported 
the sp.gr. of 97*83 per cent, ferrous oxide obtained by reducing ferric oxide in 
hydrogen to be 5*9, and if corrected for ferrosic oxide 5*92. AV. Biltz studied the 
mol. vol. ; and F. Sauerwald and G. Eisner, the adhesion of the compressed powder. 

AT. Mayer and B. Havas calculated values for the coeff. of thermal expansion 
from the addition rule for ferrous oxide in silicate glasses ; and G. Chaudron and 
H. Forestier observed an anomaly in the thermal expansion corresponding with the 
change 4 Fe 0 ^Fe 3044 -Fe below 570°. 0. Kresta observed that the compressed 

powder, apparent sp. gr. 2*240, at about 49*8° has a thermal conductivity of 0*00133 
cal. per cm. per second per degree. A. B. Lamb found the specific heat to be 
0*1660 at 25° to 100°, or 0*1625 at 25°. If the temp, coeff. is the same as it is for 
iron, it would require 11,385 cals, to heat a gram of ferrous oxide from 25'' to 727°. 
AV. P. AVhite gave for the true sp. ht. 0*17508+ 0*000027d, at temp, between 
30° and 900°. M. Tigerschiold calculated Cp=10*90, at 17°, from the equilibrium 
relations Fe0+C0^Fe+C02; and 10*64 from Kopp’s rule. H. J. van Royen 
also made observations on this subject. R. AV. Millar gave for the sp. ht., Cp, and 
the molecular heat» Cp, of a sample with 82*96 per cent. FeO, 14*54, Fe 304 , and 
2*5, Fe : 



-202 3“ 

-182-8“ 


-122-4“ 

-lor. 0 “ 

Cp , 

0-04588 

0*07020 

0-09720 

0-13970 

0-16130 

CV 

. 3-296 

5-042 

6-984 

10-4 

11-59 


- 67 - 9 “ 

-30-5“ 

-13-0“ 

1-6 

28 8“ 

Cp . 

. 0-16700 

0-16280 

0-16840 

0-16730 

0-17480 

Cp 

. 11-75 

11-70 

12*09 

— 
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The results arc plbttod iu Fig. 504. F. S. Tritton and D. Hanson gave 1370° for 
the melting-point; 0. Ruff and 0. Goecke, 1419°; C. H. Herty^md G. R. Fitterer, 
1355°; H. Groebler and P. Oberhoffer estimated 1377°; J. H. Andrew and co- 
workers, 1410°; B. Garre, 1530° ; and F. Schonert, 1380°. As indicated above, 

G. Chaudron showed that ferrous oxide is unstable below 570°, decomposing in 
accord with 4 Fe 0 -==Fe 304 +Fe, and the thermal value of the reaction at 570° is 
4x66-15 Cals. L. Wohler and R. Gunther observed that the reaction is very slow 
at 550° in vacuo, for only 50 per cent, decomposed in 3 days. G. Chaudron and 

H. Forestier said that the* reaction begins at 300° and attains a maximum speed 
at 480°. The dissociation pressure of ferrous oxide has not been measured directly. 
The values of the dissociation press, of the oxygen calculated indirectly are 8*9 X 10“22 
atm. at 727° by H. J. van Royen ; 4 X 10“2i to 5 X 10~ atm. at 727° by 0. Sackur; 
10-21 atm. at 727° by G. diaudron; and 10-8 atm. at 1327° by H. le Chatelier. 
H. Styri gave log ^--—7*6 for the dissociation press, of 2 Fc 0 = 2 Fe 4 - 02 —131,400 
cals. Jj. Wohler and R. Gunther obtained : 

600° 800° 1000° 1200° 1400° 

p . . 5x10""*’ 3xl0‘'2i 3x10”!’ 3xl0~i^ 6*3 X atm. 

H. von Juj)tner calculated for the dissociation press, of the oxygen, in 
2FoO--2Fe+02, log [ 02 ]===-287527^-1+l*751og r+2*8—; and values 
calculated from this equation are: 

000 ° 1000 ^ 1400° 1800' 2200° 2400° 

log[CX] . 0 04 o5151 OO 20 I 986 0-0i25869 0 073338 OO 438 O 3 0*035344 

A. Matsubara gave log 28*752T' r+13*427, and 0. C. Ralston 

log 2>--'2*76—267507- i+0*946log 7 + 0 * 00 () 722 ’ 2 - 0 *()ol 616 T 8 . The dissociation 
press, approaches 1 atm. at about 4000°. No confidence can be given to extra¬ 
polation at such high temp, from equations derived from data collected at 
about 1000°. The dissociation press, of ferrous oxide at room temp, is of the order 
10 ^2 atm. Observations on the subject were made by N. Parravano and G. Malquori, 

E. Baur and A. Gliissner, L. Wohler and 0. Balz, K. Hofmann, E. Schieiner and 

F. B. Grimues, A. McCance, G. Chaiulron, F. Wiist and P. Riitten, and A. B. Lamb. 
C. H. Herty and co-workers estimated that the melting-point Is not far above 
1355° ; P. Oberhoffer and 0. von Keil gave 1390° ; and D. W. Murphy and co¬ 
workers obtained 1360°;LR^°) found that the oxide is stable above and below 
its m.p. when it has a constant lattice parameter of 4*289 A. The heut of fusion is 
28 Cals, per grm., oi 5 Cals, per mol. 

J. Thomsen gave for the heflt of formation, [Fe,0], 68*3 Cals.; H. le Chatelier, 
64*6 Cals. ; 0. Ruff and E. Gersten, 60*4 ; G. H. Brodie and co-workers, 63*56 
Cals.; M. Tigerschiold, 66*3 Cals.; W. A. Roth and co-workers, 64*25 Cals.; 
J. Jermiloff, 66*713 (Jals. ; W. D. Treadwell, 66*6 Cals, at 10(X)°, or 68*6 Cals, at 25° ; 

L. Wohler and R. Gunther, 63*35 Cals.; H. von Jiiptner, 65*7 Cals.; W. 6. Mixter, 
64*3 Cals. ; H. J. van Royen, 65*891 Cals.; E. D. Eastman, 63*73 Cals.; 0. Doepke, 
68*00 Cals. ; and E. Baur and A. Glassner, 67*35 Cals, at 680° and at a constant 
])ress. P. A. Favre and J. T. Silbermann's value is too low. The results by 
W. D. Treadwell were calculated from the e.m.f., 0*040 volt, of the cell Fe,FeO: 
electrolyte : Oo.Ag wuth fused glass or borax as the electrolyte at 800 to 1193 ; and 
those of M. Tigerschiold, and L. Wohler and R. Gunther, from the equilibrium 
data of the system : Fe0-|-H2^H20-t-Fe. Observations were also made by 

M. Berthelot, and A. McCance, whilst E. Baur and A. Glassner said that there is a 
minirautn value at 680°. The best representative value approximates 64 Cals, 
at 25°, per mol. FeO. W. A. Roth and co-workers gave FeO-f Fe 203 =-Fe 304 -f 7*0 
Cals.; and 2Fe0+Si02 (quartz)=Fe 2 Si 04 -+- 8 -l Cals. J. Thomsen gave for the 
heat of hydration (Fe,0,Aq.) 68*9 Cals., or (Fe,0,H20), 68*28 

heat of neutralization in acids 10*7 Cals, in A^-HCl; 9*9 Cals, in A-CH3.COOH, 
12*5 Cals, in iV-H 2 S 04 ; 5*0 Cals, in iV-HgCOs; and 7*3 Cals, in A-H 2 S. 
Observations were made by M. Berthelot. E. Petersen gave 13*265 Cals, for 
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J.ytliofluoric ncicl. K. 0. EHutniuii tulcuJated for the free «nei8y of ferrous 

70(.'' SOU OOU' 1000“ 

Free energy . -49,700 -48.07r. -46,445 - 44,840 - 43,255 cab. 

0. Sackur, G. Bodliinder, H, J. van Koyen, E. Baur and ^Gliissner and G. Beck 
studied the subject. F. West and B. Riitten gave -4^ cals, at about 6(XJ“; 
43,000 cals, at about 900°; and 31,0(R) cals, at about 15W W. J. Sweeney gave 
-120-92 Cals, for the free energy of fonnation «f Fe(OH )2 from its elements ; and 
W. G. Whitman and co-woiker.s, -f.7,200 cals. ^ K Lewis and K Randall and 
0. C. Ralston gave : free energy =—61,250+0-94^ logr+0-W16or~0-0g^r-) 
+6-82r-i, and this gives -57,472 cals, at room temp., and -42,083 cals, at lOCX) . 
J. Chipinan gave for the free energv, between 1550 and 1770 , of the reaction: 
FeO-i Ho- Fe-f HoO, wlicre log Z~6200T~^ 3-28, SF--- 28400 + 15r; and for 
the reaction: Fe+IO^-FeO, -31200-1-0^. The entropy of formation calcu¬ 
lated for Fe f J02-^FeO is —21*3 Cals. ; and for the absolute entropy of ferrous 
oxide 10*01 cals, per degree ; K. W. Millar and J. D. Sullivan gave 12*7 cals, per 
degree at 25°. K. K. Kelley, and G. Beck studied the subject. 

The effect of ferrous oxide on the transmission of light of short wave-length 
by glass is discussed in connection with ferric oxide. G. A. Dima said that the 
photoelectric effect with ferrous oxide is greater than it is with ferric oxide. 
W. A. Douglas-Ruflge found that the powdered oxide acquires a negative charge 
when it is agitated in air. 0. Kresta found that the compressed powder at 49*8° 
has an elecMcal conductivity of 0*00133 mho. G. Tammann and F. Westerhold 
made observations on the subject. A. B. Lamb calculated that an oxygen electrode 
and an iron electrode plunged in a sat. soln. of ferrous hydroxide w'ould give zero 
electromotive force when the press, of the oxygen over the oxygen electrode is 
4*4xl0~^<^ atm. With the oxygen at atm. press., the e.ni.f. of the cell would be 
F=0*()14751og 8 X10^®=. 1*279 volt; that of the cell Fe j il/-Fe“ | l*35x 10" ^ 
M-Fe‘ I Fe, —0*144 volt; and that of the cell 02atm | (2*7 X l()~^Al’01i 102Htm > 

0*269 volt. E. Baur and co-workers measured the e.m.f. of cells FeO,Fe (fused 
borax, glass or porcelain), CuO,Cu20 at 700° to 1300° ; and W. D. Treadwell, of 
the cell Fe,FeO(electrolyte of fused glass),02,Ag, and found 1-040 volts between 
800° and 1193°. For W. D. TreadweH’s cell, vide supra. 


E.m.f. 


800" 

1081 


875^ 

1071 


940' 

1-048 


1000 ° 

1-040 


1100 ° 

1-018 


1180 ° 

0-!n8 volts 


and 1*06 volts w'as obtained for the potential Fe : FeO from the values o]>tained 
for the cell FeO,Fe | electrolyte | (/uO,Cu20. Observations were also made by 
G. Chaudron, and E. Baur and A. Giassner. G. Schmidt, H. l)<*bray, G. Lepetit, 
S. Hilpert and J. Beyer, S. Hilpert, S. Veil, and R. W. G. Wyckof[ and E. D. Crit¬ 
tenden said that ferrou.s oxide is practically non-maglietic. H. Moissan obtained 
a magnetic variety at a temp, below 600°, and G. Chaudron observed that this is 
because the ferrous oxide decomposes: 4 FeO=-Fe 3044 Fe at a temp, between 
550° and 580°, and this is evidenced by observations on the magnetic behaviour. 
J. B. Ferguson argued that since iron, ferric oxide, and forrosie oxide undergo 
magnetic changes at 790°, 678°, and 530° respectively, ferrous oxide might be 
expected to behave similarly. Ferrous oxide containing ferrosic oxide was re¬ 
duced to free iron and in the subsequent combination of the free iron the decrease 
in magnetic permeability did not correspond with the decrease in the free iron 
content of the sample. No evidence was obtained of the existence of a magnetic 
form of ferrous oxide. R. W. G. Wyckoff and E. D. Crittenden said the upper limit 
of the magnetic susceptibility is 0*00052 mass unit. Observations were made by 
S. Meyer, and E. F. Herroun and E. Wilson. A. Brun said that the mineral iozite 
is magnetic. 

The chemical properties of ferrous oxide. —L. Wohler and 0. Balz observed 
only three equilibria in the reduction of ferric oxide with hydrogen, A^™[H 20 j[H 2 l, 
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for KoaOa lo FeaO^, 7 5 at ;J5()‘' to 17-9 at 950“ ; for ^0^04 to FcO, 1-5 at 540“ t(. 
5-07 at 950° and for FeO to Fe, 0-62 at 750° and 0-92 at 990°. F. H. Emmett and 
J. t, Shultz found that the equilibrium constant, K, of the reaction FeO-f-Hz 
=rFe+H20 is K—pn^olpii^, and 

600 " 700 “ 800 " 900 ” 1000 ” 

A" • • / 0*332 0*422 0 499 0*594 0*069 

The subject was studied by J. Chipman, and by E. Schreiner and F. B. Crrimnes - 
vide the blast-furnace reactions. For the temp, at which the reaction begins, vide 
supra. H. Moissan observed that in oxygen pyrophoric fe*’rous oxide burns to 
ferric oxide, but in consequence of the large evolution of heat, the temp, of com¬ 
bustion is high, and ferrosic oxide is formed. W. Eitel discussed the reaction 
2FeO-f |02k"'^Fe203. According to L. Wohler and R. Gunther, finely-divided 
ferrous oxide readily oxidizes at room temp., and when heated to 20()“ or 250°, 
it readily burns in atm. air, as indicated above, to form ferrosic oxide. Observa¬ 
tions were also made by M. Siewert, S. Birnie, H. Moissan, F. Glaser, and S. Hilpert 
and J. ]ieyer. A. G. Doroschevsky and A. Bardt observed that dry ferrous oxide 
does not oxidize in dry air at ordinary temp.. Imt it is slowly oxidized in moist air 
below 100°. J. Feree found that the p}Tophoric oxide oxidizes in air at 350° to 
form ferrosic oxjdf' ; H. IJebray, and G. Tissandier also observed the formation of 
ferrosic oxide when ferrous oxide is heated in air. G. Schikorr studied the action 
of hydrated ferrous oxide on water— vide infra^ the corrosion of iron. H. Moissan, 
and W. Eitel obsfTved that the reaction with steam can be symbolized: 
3FeO"f H20^H2+Ee304-t-15,4(X) cals. J. Feree found that the pyrophoric oxide 
reacts with aerated water to form ferrosic oxide ; and H. Moissan, that the pyro¬ 
phoric oxide decomposes water slowly at ordinary temp., and rapidly at 100°. 
J. Kiban found that when ferrous oxide and water are heated in a sealed tube, 
ferrosic oxide is formed. L. J. Th^nard found that hydrogen dioxide oxidizes it 
to ferric oxide. A. V. Pamfiloff and N. N. Petin studied the influence of ferrous 
oxide on the liberation of iodine from an iodide by the action of hydrogen dioxide; 
and as a result they concluded that the mechanism of the action of ferrous oxide, 
typical of inductors in general, is probably based on its spontaneous oxidation, 
and the retarding influence exerted on the reaction by acidity is related to the 
great stability of ferrous ions in an acid soln. 

Ferrous oxide dissolves in acids to form a well-defined series of ferrous salts. 
H. Moissan observed that the jiyrophoric oxide dissolves readily in dil. acids. 
H. Moissan observed that fluorine does not act in the cold on ferrous oxide, but when 
gently warmed a reaction sets in with incandescence, and a skin of white fluoride 
is formed. A. Michael and A. Murphy found that ferrous oxide reacts at —18° 
with chlorine dissolved in carbon tetrachloride : 6FeO-+-3Cl2—2Fe203+2FeCl3. 
R. Weber observed that chlorine acts on ferrous oxide to form ferric chloride, and, 
according to H. Schulze, a higher oxide is also produced. R. Wasmuht found that 
ferrous oxide alone reacts with chlorine at 150°. L. Mathesius found that ferrous 
oxide, prepared at 600°, is not attacked by an aq. soln. of bromine ; and 1. L. Bell, 
that the oxide prepared at a red-heat is not attacked by a cold aq. soln. of iodine. 
H. St. C. Deville found that ferrous oxide reacts slowly with hydrogen chloride, 
forming ferrous chloride and ferrosic oxide. L. Wohler and R. Gunther said that 
the oxide prepared at 700° or 800° is easily dissolved by dil. hydrochloric acid; 
G. Tissandier, that the oxide prepared at a red-heat dissolves easily in hydrochloric 
acid ; R. W. G. Wyckofi and E. D. Crittenden, that the oxide prepared by a fusion 
process dissolves very slowly in boiling hydrochloric acid. 

According to D. L. Hammick, when ferrous oxide, prepared at 300°, is heated 
in sulphur ^OXide, the mass becomes incandescent, and clouds of sulphur and 
sulphur trioxide are formed, and the solid contains sulphide, ferric oxide, and ferrous 
and ferric sulphates. A. C. Halferdahl calculated for the reaction 6Fe0+S02 
=2Fe304-f ^82, the free energy —30,000 cals, at 600°, and -f 43(X) cals, at 1400°; 
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for 4Fe0-t-S0o=2Fe,034-|Sa, -14,700 cals, at 000°, and +20,400 cals, at 1400°; 
and for TFeO+SO^^-SFegOa+FcS, -29,300 cals, at 000°, and -| 29,400 cals, 
at 1400°. It. W. G. Wyckoff and E. D. Crittenden found that the oxide jn-epared 
by the fusion process is almost insoluble in sulphuric acid ; and N. J. Harrar 
observed that in 40 and 60 days, at 25^, sulphuric acid dissolved respectively 
67*205 and 95*045 mgrms. of iron from ferrous oxide per 100 c.c. of soln. 

S. Hauser studied the reduction of ferrous oxide by ammonift. F. Haber observed 
that the oxidizing and reducing action of hydroxylamine may be illustrated by 
adding hydroxylamine hydrochloride to a hot emulsion of ferrous hydroxide 
precipitated by means of sodium hydroxide. The greenish mass rajiidly Ix'comes 
reddish-brown, owing to the oxidation of the hydroxide. If now the liquid be 
acidified and a fresh quantity of hydroxylamine hydrochloride added, the latter 
acts as a reducing agent, and rapidly convei ts the ferric into ferrous salt, the change 
being rendered evident liy the disappearance* of the yellow colour. A. Sniits found 
that magnesium nitride reacts vigorously with ferrous oxide ; and 0. Meyer likewise 
found that titanium nitride is vigorously attacked by ferrous oxide at a high temp. 
L. Santi said that a soin. of ammonium chloride converts ferrous oxide into chloride 
with the evolution of ammonia ; and H. Moissan also observed that ferrous oxide 
liberates ammonia from the ammonium salts, but S. Hilpert and J. Beyer did not 
agree. H. Moissan found that when the pyrophoric oxide is gently warmed with 
nitric oxide, ferric oxide is produced, and similarly with nitrogen dioxide ; whilst 
with nitric acid the p}TO])horic oxide becomes incande.scent. H. Debray found 
that ferrous oxide prepared at a red heat dissolve.s in nitric acid with the evolution 
of nitrous fumes, and G. Tissardier also observed that the oxide prepared at a red- 
heat dissolves in nitric acid. H. Schackmaim and W. Krings represented the 
action of phosphorus by 5FeO 2P^=^P205i-5Fe ; andbySFcO f-2P^-(Fe0)3P205 
-f-5Fe; and W. Krings and H. Schackmaim, the action of iron phosphide, by 
8FeO-f 2he3p^(FeO)3P2^51 iFe. 

V. Falcke and co-workers observed that when ferrous oxide is heated with 
purified carbon, no reaction occurs below^ 650^, but above this temp., reduction 
occurs. The speed of the reaction depends upon the form of carbon employed ; 
thus, sugar-charcoal is relatively inert, for it does not begin to react until about 
800°, whereas jcarbon obtained by burning acetylene m chlorine Ix'gins to react 
at 650°. W. Baukloh and H, Durrer observed that ferrous oxide is reduct*d by 
carbon only above 700^, and the rate of the reaction is the same as that at which 
carbon diffuses through iron, showing that the reaction proceeds from the surface 
inwards. N. Parravano and G. Malquori gave for the gas reaction : 2Fc(>-| (’ 
—2Fe+C02, log Observations were made by J. R. Cain and L. Alder, 

H. Nippert, and R. Schenck and co-workers— vide supra, and also mfra, magnetite. 
A. L. Feild assumed that the equilibrium constant K of the reaction FeO pC 
^Fe-fCO in molten steel is of the order K=-0'010, where K-xy, when x denotes 
the percentage weight of carbon and y that of iron oxide. It is assumed that the 
mass of the iron is constant, and that the press, of the carbon monoxide is a constant 
and equal to one atmosphere. C. H. Herty at first gave 0*040, but later 0*016. 
A. B. Kinzel and J. J. Egan obtained A---0-0005 at 1550°. 0. Meyer observed that 
ferrous oxide is attacked by carbides- e.g. silicon, chromium, and molybdenum—at 
1500°. 0. Houghton said that the reaction with silicon carbide begins at 1300°. 
The reaction was studied by E. H. Schulz and A. Kanz. R. Akermann and 
C. G. JSarnstrom observed that a mixture of carbon monoxide and dioxide (10 : 4) 
reduces ferrous oxide at 850°— vide supra for the reducing action of carbon monoxide. 
The mean of A. C. HalferdahPs values for the free energy of the reaction FeO+CO 
=Fe-f CO2, can be represented by —63-265+16-279T, and jfche value at 25°, is 
—58,410 cals. H. Moissan, and W. Eitel discussed the reaction between carbon 
dioxide and pyrophoric ferrous oxide : 3Fe0+C02^Fe304-f CO ; or 2Fe04*CO2 
^Fe203-pCO. N. J. Harrar found the amounts of ferrous oxide, expressed in 
milligrams Fe per 100 c.c. of soln., at 25°, dissolved in 40 and 60 days by formic acid 
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to be resi)ectively 5*792 and 6*337 ; acetic acid, 0*520 and 0*491; propionic acid, 
0*449 and 0*456; oxalic acid, 42*525 and 42*995; malonic acid, 31*734 and 47*451; 
succinic acid, 0*794 and 0*973; lactic acid, 12*398 and 13*871; tartaric acid, 14*022 
and 28*084 ; citric acid, 31*122 and 42*226; benzoic acid, 2*022 and 2*148 ; and 
salicylic acid, 14*627 and 11*953. H. Moissan observed that ferrous oxide which has 
been heated to 1000'^ docs not dissolve in dil. acetic acid. M. Juschkewitsch found 
that ferrous oxide dissolves very slowly in a 7 per cent. soln. of potassium cyanide 
at ordinary temp. A. G. Doroschevsky and A. Bardt found that alcohol vapour is 
oxidized to aldehyde in the presence of ferrous oxide ; and P. Sabatier discussed 
ferrous oxide as a catalytic agent in organic chemistry. C. H. Herty found that the 
deoxidation of iron by silicon proceeds Si+2Fe0^Si02+2Fe, and when the metal is 
saturated with silica, ii[=[Si][FeO]2, or K—l *49 X10“^. G. Tammann and G. Batz 
observed that ferrous oxide reacts exothcrmally with quartz at about 700'^ or 800®, 
and with precipitated and calcined silica, at 80Q,°. M. Riiger observed no combina¬ 
tion with silica between 9(X)° and 1200®. N. L. Bowen and J. F. Schairer, and 
F. Sauerwald and W. Hummitzsch studied the FeO-Si02 system. R. Sachsse and 
A. Becker found that ferrous oxide opens up the silicates by rendering them 
susceptible to attack by analytical reagents. G. Rauter observed that when 
ferrous oxide is heated with silicon tetrachloride in a sealed tube, ferrous chloride 
and ferric oxide are formed. P. Ramdohr studied the system with titanic oxide: 
Fe0-Fe203-Ti02. F. Halla noted the formation of the spinel ferrous titanite, 
Fe0.Ti203, at 1000° ; the lattice parameter of this salt is a=8*47 A., and the 
sp. gr. 4*68. 

P. Oberhoffer represented equilibiium conditions of the reaction with manganese, 
FeO+Mn^Fe+MnO, by the curve Fig. 505. Observations on the subject were 
made by H. le Chatelier, R. Schenck, H. Styri, A. McCance, W. Krings and 
11. Schackmann, H. Gierseh, and C. H. Herty. W. Krings and H. Schackmann 
found that the equilibrium constant A’=[Mn][Fe01/[Fe][Mn01 is 0*0032 at 1550® 
to 1560°. B. Garre found that the reaction with magnesium begins at 575°, and 
78*2 Cals, of heat are evolved. G. L. Clark and co-w^orkers found ferrous 
aluminate is of the special type with unit cell 
having the parameter a--8*119 A., and ferrous 
chromite, with «—8*344 A.— vide aiuminates and 
chromites. H. zur Strassen gave for the action 
of nickel Fe+NiO-"FeOi Ni+6-4 to 14*2 Cals. 

W. Jander and H. Senf .studied the reaction. 

F. Sauerwald and W. Hummitzsch studied the 
system with calcium oxide. F. de Carlo found 
that lead dioxide converts ferrous oxide at 250° 
to 300° into a liighcr oxide. The miscibility of 
ferrous oxide with iron has been previously dis¬ 
cussed ; and its miscibility with ferrosic oxide is discussed in connection with 
the last-named oxide. P. Oberhoffer and 0. von Keil determined the m.p. of 
some mixtures of manganous oxide and ferrous oxide. They found .* 

FeO . . .100 75 50 25 0 per cent. 

Melting-})oiiits 1390° 1470° 1513° 1650 (1700 ) 

C. Benedicks and H. Lofquist have constructed a provisional equilibrium diagram 
on the basis of these meagre data ; and from the vrork of M. Matweeff, and 
P. Oberhoffer and K. d'Huart, it is assumed that complete miscibility occurs in 
the liquid state. F. Sauerwald and W. Hummitzsch studied the reaction. 
C. Benedicks and H. Lofquist also constructed a provisional equilibrium diagram 
of the ternary system : Mn-Fe-0. According to G. Tammann and F. Westerhold, 
ferrous oxide reacts when heated with molyMenum trioxide to form ferrous 
molybdate ; and with tungsten trioxide to form ferrous tungstate. ^ G. Tammann 
and W. Rosenthal studied the action of ferrous oxide on uranium trioxide ; 
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V. Lepiarczyk, its action on calcium sulphide, and on SuJpWe ; and 

a Montemartini and A. Vernazza, its action on soln. of^nuc sulphate. 

Ferrous hydroxide, or hydrated ferrous onde.-A. F. de Fourcroy observed 

that green precipites martiaux is formed when caustic alkalies are added to 
soln. of iron in acids. The precipitate was examined by G. F. Rouelle, C. W. Scheele, 
J. L. Proust, J. L. Gay Lussac, M. Darso, C. F. Bucholz, and J. J. Berzelius. 
L. J. Thonard obtained a white precipitate under similar conditions, and for a time 
it came to be called Thenard's white oxide, L. J. Thenard’s idea that the precipitate 
obtained by the addition of alkali-lye to a soln. of a ferrous salt is a peculiar oxide 
was shown to be wrong by J. L. Proust, C. F. Bucholz, and J. J. Berzelius ; M. Darso, 
C. F. Bucholz, and T. Thomson regarded it as a basic sulphate. J. L. Proust, 
H. Davy, and J. J. Berzelius at first considered the white or green precipitate to be 
a hydrate of ferrosic oxide, but later, J. J. Berzelius showed that it is a monohydrate 
of ferrous oxide, Fe0.H20, or ferrous hydiroxide, Fe(OH)2. According to F, Hart, 
an impure dihydratc, Fe0.2H20, occurs in the clay near Cuxhaven, in hard, yellowish- 
brown lumps which crumble on exposure to air. 

The formation and preparation of ferrous hydroxide. —According to A. Acker- 
mann, A. Bineau, H. Wolbling, R. Stumper, W. R. Dunstan and J. R. Hill, 
J. A. N. Friend, F. W. Durkee, W. G. Whitman and co-workers, and W. A. Tilden, 
ferrous hydroxide is formed as an intermediate stage in the rusting of iron ; and 
when iron is in contact with aerated waters, or waters containing carbonic or 
sulphuric acid. A. Kaufmann observed that it is formed in green flecks when iron 
or solid ferrous salts are kept in contact with a sat. soln. of ammonium nitrate. 
P. de Clermont and J. Frommel showed that ferrous hydroxide is produced by the 
action of boiling water on ferrous sulphide. 0. Baudisch and co-workers found 
that the hydroxide is produced in the hydrolysis of ferrous hydrocarbonate ; R. Fink, 
by treating a soln. of ferrous sulphate with basic copper sulphate ; D. Vitali, by the 
action of silver oxide on a soln. of ferrous nitrate ; and G. Kassner, by the action 
of potassium hydroxide on a soln. of ferrous cyanide, or, according to S. U. Pickering, 
on ferrous tartrate. 0. Baudisch and L. W. Bass found that white, glistening 
crystals are formed when an alkaline normal soln. of potassium ferrocyanide, free 
from oxygen, is exposed for some hours to sunlight; and M. Volmar found that 
ferrous hydroxide and tartrate are produced when a soln. of potassium ferrous 
tartrate is exposed to ultra-violet rays. 

H. E. Patten and G. H. Mains found that hydrated ferrous oxide is pre¬ 
cipitated by ammonia or sodium hydroxide when the H'-ion cone, is to 6-0. 

Observations were also made by J. H. Hildebrand. 
H. T. S. Britton found that in the electrometric 
titration of 100 c.c. of 0-025ilf-FeS04, with 0-0990iV- 
NaOH, the results shown in Fig. 506 were obtained. 
Precipitation began when 0*8 c.c. of the alkali soln. 
had been added, and when the H‘-iun cone, was 
Pj^=5*49 ; and it was complete when 1*71 eq. of 
alkali had been added. S. U. Pickering observed 
that complete precipitation had taken place from 
ferrous sulphate soln. at the point where they became 
alkaline to phenolphthalein, and this was when sodium 
hydroxide had been added in amounts which varied from 1*77 to 1-86 eq. He con¬ 
sidered this sufficient justification for the assertion that the precipitate was a definite 
basic salt, 10FeO.SO3. H. T. S. Britton found that precipitation usually occurs 
somewhere near the point of the first inflexion, although often at a pn which was 
a little less than that at which the main precipitation took place. This was probably 
due to the precipitate having been formed at a point in the liquid where the pre¬ 
cipitation value of ph had been temporarily exceeded, and time not having been 
allowed for its re-solution. If, therefore, the two straight portions of the curve 
be produced, it is probable that the point of intersection corresponds more nearly 
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to the amount of alkali which had to be added to produce incipient precipitation, 
and also to the actual hydrion concentration at which precipitation under ideal 
conditions would commence. This point represents the limiting conditions necessary 
to form a precipitate. The cone, of the metal ions is then Ph‘==5*77, poh'^-"B* 37 ; 
and 0*6 c.c. 0*0990N-NaOH are required and Cfc'—S-OxIO"^, so that [Fe‘*j[01U]2 
= 4 * 5 x 10 " 21 — infra, solubility product. 

G. Schmidt prepared ferrous hydroxide by mixing a soln. of a ferrous salt, free 
from ferric salt, with soda-lye or potash-lye freed from air by boiling, and performing 
the operation in a vessel from which air is excluded. The vessel is filled with boiling 
water and closed. The white flakes must be preserved from contact with air during 
washing and drying. The precipitate is allowed to settle, and the liquid decanted 
with a syphon ; the vessel is again filled with boiling water, poured in slowly so 
as not to disturb the precipitate, and afterwards shaken and closed. This purifica¬ 
tion by alternate subsidence and decantation must be performed as quickly as 
possible, since hydrated ferrous hydroxide is decomposed by prolonged contact 
with water. The pale green precipitate is then placed in a retort with ether vapour, 
and the beak of the retort dipped under mercury. Air is expelled by the ether as 
the retort is warmed, and the water is afterwards driven off. The product can be 
j)reserved in hydrogen out of contact with air. If aq. ammonia is employed in 
place of potash-lye, the precipitate after long standing gives ofl hydrogen and is 
converted into black ferrosic oxide containing adsorbed ammonia. As commonly 
prepared, ferrous hydroxide is a bulky, greenish-grey substance, very liable to 
oxidation to greenish-black hydrated ferrosic oxide and finally to red ferric 
hydroxide. According to E. Divers and T. Haga, if, after the precipitation, the 
supernatant mother-liquor is poured off and solid potassium hydroxide dissolved 
in the remaining mother-liquor, the ferrous hydroxide diffused through it undergoes 
in the course of a few hours a very considerable diminution in voL, and then forms 
a pale greenish-grey pulverulent precipitate, although the gelatinous precipitate 
may have been of a much darker colour. This dense hydroxide is much more 
stable, and in (oxidizing does not form the black hydroxide before becoming ferric 
hydroxide. According to E. Deiss and G. Schikorr, when gaseous ammonia is 
passed into a soln. of ferrous chloride, completely protected from oxygen, a pure 
w'hite ])ulverulent precipitate is obtained, resembling in appearance calcium 
hydroxide. If the precipitate stands in contact with the mother-liquor for a long 
time, it may be partly peptized. The precipitate is washed with air-free water. 
0. Baudiscb and P. Mayer, and 0. Baudisch and L. A. Welo described a special 
apparatus for wa.shing the precipitate while it is protected from air. The precipitate 
was found by W. R. Dunstan and T. S. Dymond to retain ammonia very 
tenaciously, and they added that the precipitation is incomplete (peptization). 
The hydroxide was obtained by the ammonia precipitation by A. Quartaroli, and 

K. Endell and R. Rieke; the alkali-lye precipitation, by W. R. Dunstan and 
T. S. Dymond, 0. Baudisch and co-workers, J. Woost, S. Hilpert, A. Krause, 
M. Kuhara, G. Schmidt, and E, Deiss and G. Schikorr; and milk-of-lime, by 
W. von Zorn, and W. R. Dunstan and T. S. Dymond. A. B. de Schulten treated 
a soln. of ferrous chloride with an excess of potassium hydroxide and heated the 
mixture for a long time in a current of coal gas; and on cooling the green soln., 
obtained the hydroxide in green hexagonal prisms. 

L. Brugnatelli, and R. Saxon obtained the hydroxide elect roly tically using iron 
as an anode. R. Lorenz used a platinum cathode, an iron plate as anode, and an 
aq. soln. of sodium chloride, sulphate, or nitrate as electrolyte. The liquid was kept 
stirred during the electrolysis. H. Buff, F. Forster and co-workers, B. la Croix 
von Langenheim, P. Krassa, J. Woost, C, Monnet, R. Kremann and J. Lorber, 

M. Tichwinsky, 0. Faust, 0. Pattenhausen, and M. Roloff also obtained the 
hydroxide in an analogous manner. H. J. M. Creighton produced the rhythinic 
precipiMion of ferrous hydroxide by passing an electric current, of potential 
gradient 0*0093 volt, through a 2-in. (J-tube containing in the horizontal part 10 per 
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cent, agar-agar mixed with small quantities of phenolphthalein and sodium chloride. 
The ends were filled with a dil. soln. of sodium chloride, with iron nails as electrodes. 
In a few days’ time green discs of ferrous hydroxide appeared separated from one 
another by a pink jelly. 

E. Deiss and G. Schikorr precipitated white ferrous h 3 ^droxide from a soln. of 
ferrous chloride by means of ammonia gas, and then by repeated centrifugal 
separation washed the precipitate with air-free water until it formed a hydrosol ol 
ferrous hydroxide. A. Schmauss also obtained the hydrosol by electrical splutter¬ 
ing of iron wires under water containing a little gelatin in soln. E. Deiss and 
G. Schikorr found that the soln. is colourless by reflected light and red by trans¬ 
mitted light. The concentration is about 4 grms. per litre, and it cannot be kept 
longer than 6 days without flocculation. The particles arc positively charged, 
and are flocculated by electrolytes. A. Schmauss’s sol is green and unstable ; 
it becomes yellow, by oxidation, on exposure to air. The hydrosol is cataphoretic, 
and it is flocculated by the positively charged hydrosol of ferric hydroxide. The 
absorption spectrum shows bands from 496/Lt/i to 662/qLt. 

The properties of ferrous hydroxide. —The dried, amorphous ferrous hydroxide 
is brittle, friable, and green. J. von Liebig and F. Wohler said that the green 
colour is probably due to incipient oxidation. A. B. de Schulten obtained the 
hydroxide in green hexagonal prisms by crystallization from a cone. soln. of 
sodium hydroxide— nide supra. 0. Baudisch and co-workers, E. Deiss and 
G. Schikorr, and M. Kuhara obtained the white hydroxide by carefully excluding 
oxygen during its preparation. According to G. Natta and E. Casazza, the crystals 
of ferrous hydroxide belong to the holohedral class of the rhombohedral system ; 
and X-radiograms show that the crystals have a lattice structure like brucito. 
The elementary cell has one molecule, and the dimensions a—3-24 A., and c -4*47 A., 
so that the axial ratio a : c ^ 1 : 1*38 ; and the calculated density is 3*10. H. Seifert 
studied the subject. G. Natta discussed the isomorphism of the bivalent 
hydroxides from the point of view of the space-lattice, and the atomic radii. 
J. Thomsen gave for the heat of formation of the hydroxide (Fe,0,H20)—08*28 
Cals.; and M. Berthelot, 69*00 Cals. J. Thomsen gave for the heat o! neutr^ization 
of the hydroxide with sulphuric acid, 24*92 Cals., and with hydrochloric acid, 21*39 
Cals. ; and M. Berthelot gave 21*4 Cals, with dil. hydrochloric acid. J. Thomsen 
found the heat of oxidation, Fe(OH) 2 -^Fe(OH) 3 , to be 27*29 Cals. R. Dallwitz- 
Wegener discussed the free energy of the compound. M. Randall and M. Frandsen 
gave —115*4 Cals, for the free energy of formation of the hydroxide, and for 
Fe-f 2H20==Fe(0H)2+H2, -2*28 Cals." 

F. Allison and E. J. Murphy studied the magneto-optic propeitics. F. Forster 

and V. Herold gave —0*740 volt for the elective potential of ferrous hydroxide 
against a hydrogen electrode at 20^ ; 0. Faust, —0*75 volt; and J. Woost for the 
electrode potential with 2*85iV-KOH, hydrogen electrode unity, —0*835 to —0*845 
volt at 0° ; —0*825 to —0*840 volt at 20” ; —0*820 to —0*835 volt at 50”; and 
—0*80 volt at 75”. 0. Pattenhausen said that ferrous hydroxide shows two 

potentials—namely, —0*66 volt, and —0*55 to —0*53 volt—corresponding with 
two different stages in the hydration of ferrous oxide at ordinary temp, and with a 
current of 0*07 ampere. kS. Miyamoto found the electric potentials of cells with 
A"-, 2A-, 4A-, and 5A-NaOH soln. at 25'^ using platinized platinum. In 
the case of Pt | Na 0 H,Fe( 0 H) 2 ,Fe 304 .wHo 0 [ NaOH | HgO,NaOH | Hg, the potential 
£'-0*8030-0*0015 log C'NaOU ; with the cell Pt,Il, | NaOH | HgO.NaOH | Hg, 
£-0*9270-0*00332 log CNabn ; and with the cell Pt | Na 0 H,Fe(()H).,,Fe 304 . 
nH20|Na0H|H2,Pt, £-0*1240+0*00332logCxaoH“0*()0ir)log C+aon- S. Hilpert, 
and J. von Liebig and F. Wohler said that ferrous hydroxide is non-magnetic*. 
A. Quartaroli gave ^=30 x 10“® to 60x 10-® for the magnetic susceptibility of the 
hydroxide precipitated by aq. ammonia ; and X” 20x 10-“® to 30 X 10“® mass unit. 
Observations were also made by G. Wiedemann. 

A. Bineau prepared a soln. of ferrous hydroxide by moans of iron and purified 
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water, slightly aerated, and found that the solubility is such that one part of ferrous 
hydroxide dissolves in 150,000 parts of water, or 7*5 X lO-^ mol per litre ; 
W. G. Whitman and co-workers gave 6*7x10“^ mol per litre, a value higher 
than that for ferric hydroxide. E. Muller and F. Kapeller calculated from the 
ferric-ferrous potential the solubility product rFe**][OH']2==:l.69xlO-i^, and the 
solubility was calculated to be 1*6x10-5 ; H. T. S. Britton obtained 4 - 5 xl 0 ~ 2 i 
for the solubility product—vwfc sufm. B. Schrager calculated for [Fe'*J[OH'J2, 
7xl0“i3. Ferrous hydroxide shows amphoteric qualities, for it dissolves slightly 
as an acid in aq. soln. of sodium hydroxide owing to the reaction Fe(OH) 2 +OH' 
->Fe(OH)' 3 , where ^=[Fe(OH)'3]/[OH'J-5xlO-5. p. Krassa calculated, from 
the ferrous ion concentration in 20 per cent, potash-lye, the solubility product 
8*7xl0~i4, and the solubility was calculated to be 2*8xl0“5 ; J. \\r. Shipley and 

I. R. McHaffie calculated from the rate of corrosion of iron 3*9xl0~i5^ and the 
solubility was calculated to be 1 x 10-5 mol per litre ; and A. B. Lamb found, 
by conductivity methods, the cone, of the ferrous ion in a sat. soln. of ferrous 
hydroxide to be 1*35x10-5. G. Bodlander’s values 2*5x10-21 for the solubility 
product, and 1*7x10-7 for the solubility in gram-equivalents per litre are not in 
good agreement with the others. W. G. Whitman and co-workers found 3*75 parts 
of iron per million, or 6*7 X10-5 mols of ferrous hydroxide per litre for the solubility. 
TheH -ion concentration of the soln. is represented by ph= 0*6, or [OH']~4xlO-5 
and fFe“ I2x10-5. The degree ot ionization in a sat. soln. where ph== 0*6 at 
25° Fe*7Fe(OH)o is 30 per cent. ; when 7 )h= 0 * 2 , 29 per cent.; and pn—8*2, 24 
per cent. The ionization constant [Fe“J[OH']2/[Fe(OIl)2l is 6*8 x 10“<> for the sat. 
soln. at 25° ; and for soln. with pn—9*2, 6*0x lO-i^ ; and"^ for pp ~8*2,1*15 X lO-i^. 
8. Veil, and 0. Baudisch and L. A. Welo studied the magnetic properties of the 
hydroxide. 

The white hydroxide rapidly becomes green on exposure to air, then black 
owing to the formation of hydrated ferrosic oxide, and finally reddish-brown 
owing to the production of hydrated ferric oxide. These changes were discussed by 
L. J. Thenard, 0. Baudisch and co-workers, J. J. Berzelius, (\ F. Bucholz, M. Darso, 
Ji. Davy, E. Divers and T. Haga, 0. Faust, P. Fireman, and J. von Liebig and 
F. Wohler. A. B. de Schulten observed that even after the crystals have been 
washed with alcohol, and ether, and dried out of contact with air, they oxidize 
immediately on exposure to oxygen, developing much heat, and yielding f(‘rric 
oxide. According to (b Schmidt, if the moist hydroxide be exposed to air, it quickly 
forms dingy green liydrated ferrosic oxide, and then yellowish-brown hydrated 
ferric oxid(‘; but if the dried amorphous hydroxide be exposed to air, it is instantly 
converted into ferric oxide, and the change is attended by an evolution of heat, 
whicli often makes the mass red-hot. If the liquid in which the white flakes of 
hydroxide have b(‘en jirecipitated is boiled, the colour becomes black, due, said 

J. von Liebig and F. Wohler, to the formation of ferrosic oxide by the action of 
the air. K. G. Knowland recommended ferrous hydroxide as an agent for removing 
dissolved oxygen from water. A. A. Bonnema showed that ferrous oxide or 
hydroxide form nitrite on exposure to air. 

As just indicated, ferrous hydroxide readily oxidizes when e.xposed to air, but 
only under certain conditions does the end-product correspond with ferric hydroxide. 
P. Fireman observed that the colour of the product varies from yellow to browm 
to black according to the proportion of ferric hydroxide produced, and A. Krause 
show^ed that the colour of the oxidation product is darker the greater the proportion 
of contained ferrous hydroxide. 8. Miyamoto found that the rate of oxidation is 
reduced by the presence of alkalies ; and that the coeff., k, of the rate of oxidation 
of ferrous hydroxide suspended in soda-lye is independent of the quantity of 
ferrous hydroxide present, and its value is identical wdth that for the oxidation of 
sodium sulphite and stannous hydroxide in alkaline soln. The value of k is only 
slightly affected by temp., but decreases with increasing concentration of sodium 
hydroxide, since the velocity is probably determined by the speed of dissolution 
VOL. xin. ^ 
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of oxygen, which is decreased by the sodium hydroxide. On the other hand, 
A. Krause found that the speed of oxidation is greatly favoured by a rise of temp. 
W. Gluud and W. Riese observed the rate of oxidation of suspensions of ferrous 
hydroxide in various solutions by a current of air. In soln. of sodium or ammonium 
hydrogen carbonate increase of alkalinity favours oxidation of ferrous hydroxide. 
With the former, however, increase of salt concentration reduces the oxidation 
rate. The addition of sodium sulphate or other neutral salt renders it more difficult 
to remove the carbon dioxide by air-blowing the sodium hydrogen carbonate soln. 
Ammonium sulphate facilitates the removal of both carbon dioxide and ammonia. 

S. Miyamoto also showed that sodium hydroxide retards the oxidation, even 
though the reducing power of ferrous hydroxide increases with the cone, of HO'-ions; 
and A. Krause observed that ferrous hydroxide is oxidized to ferric hydroxide only 
when the alkali present does not exceed the mol. ratio NaOH : FeS 04 =l : 1 ; if 
more alkali be present, the oxidation of the ferrous hydroxide by air is incomplete ; 
and this the more the higher the proportion of alkali, but the mol. ratio of ferrous 
to ferric hydroxide does not exceed FeO: Fe 203 —0*3 :1. The water-content of 
the dried product decreases with increasing proportions of ferrous hydroxide. 
The oxidation of ferrous hydroxide by air is dependent on the H*-ion cone, of the 
liquor from which it is precipitated. Reddish-yellow metaferric hydroxide or 
ferroferrite may be formed. The iso-electric point of hydrated metaferric oxide, 
corresponding with an air-dried product Fe20-^.2H20, is 5*2. If the is 
greater than 5*2, (Fe 203 .aq.)' is formed; with pn h*ss than 5-2, (Fe 203 .aq.)' is formed; 
and with fji less than 0*3, the ferrous salt is stable in air. The oxidation of ferrous 
hydroxide to a ferrous ferrite, when the 'pn is greater than 5*2, is shown by oxidizing 
ferrous hydroxide in the presence of magnesium hydroxide, for then the oxidation 
to magnesium ferrite is complete. Hydrated metaferric hydroxide differs in 
chemical and physical properties from orthoferric oxide with an isotectic point 
of ^jj=7*7. E. Deiss and G. Schikorr also considered that a ferrous ferrite is formed 
as an intermediate stage in the reaction. The production of an intermediate peroxide 
of the type Fe02(0H)2 was discussed by W. Manchot and H. Schmid, G. Just, 
0. Sandonnini, and 0. Baudisch and co-workers. According to C. Sandonnini, 
black ferrite is formed when a dil. suspension of the ferrous hydroxide is boiled in 
presence of air, or at the ordinary temp, when the hydroxide is j)rotected by a deep 
layer of water. In the presence of chromic or aluminium hydroxides, however, no 
ferrite is formed even under these conditions. In an atmosphere of pure oxygen 
ferrous hydroxide is oxidized practically quantitatively to ferric hydroxide. A 
suspension of ferrous hydroxide in w^ater which has been boiled for a long time in 
an atmosphere of hydrogen is oxidized directly to ferric hydroxide when subjected 
to the conditions which normally would give the black ferrite. W. Manchot, and 
W. Manchot and F. Glaser said that during the oxidation of ferrous hydroxide 
some oxygen is activated, and is taken up by an acceptor—say arsenious acid. 
N. R. Dhar found that the oxidation of ferrous hydroxide can be induced by the 
presence of a number of organic and inorganic substances. Ferrous hydroxide, 
precipitated by hydrolysis or by the action of hydroxyl ions from a soln. of 
ferrous hydrogen carbonate reacts in the nascent state with molecular oxygen 
to form a compound exhibiting a very high oxidation and reduction potential. 
With the oxidation process as a primary reaction, there are the oxidation of 
potassium oxalate and of nickel hydroxide as secondary reactions. 

For the chemical action of ferrous hydroxide on water, vide infra, ferrous chloride. 
A. Bineau said that the aq. soln. of ferrous hydroxide rapidly becomes turbid on 
exposure to air ; and, according to J. von Liebig and F. Wohler, and G. Schmidt, 
ferrous hydroxide can decompose water, slowly in the cold, and rapidly when 
heated. O. Baudisch and L. A. Welo, E. Deiss and G. Schikorr, and W. Traube 
and W. Lange said that ferrous hydroxide remains unchanged when kept in contact 
with air-free water, and E. Deiss and G. Schikorr added that the oxidizing action 
reported by G. Schmidt is due to the action of dissolved oxygen from the air. If 
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reducing agents be present, W. R. Dunstan and T. S. Dymond, and W. Mancbot 
found that the water may be decomposed by the hydroxide ; for example, W. Traube 
and W. Lange observed that in the presence of a trace of palladious chloride, there 
is a slow development of hydrogen, and black ferrosic oxide is formed. E. Berl 
and F. van Taack observed that when heated with water in a bomb, under press., 
black ferrosic oxide is formed and hydrogen is evolved. 

The dehydration curve obtained by G. F. Hiittig and H. Moldner for white 
hydrated ferrous oxide is derived from the data for Fe 0 .wH 20 : 

114 “ 220 “ 228 “ 230 “ 234 “ 261 “ 270 “ 277 “ 330 “ 

n . 1 018 0-933 0-858 0-773 0-697 0 621 0-536 0-463 0-382 


As the reaction Fe0.H20“>Fe04'H20 proceeds, the colour becomes black. There 
is also a side reaction 3 (Fe 0 .H 20 )-->Fe 304 + 2 H 20 “|-H 2 . The X-radiograms are 
indicated in Fig. 507. 

A. B. de Schulten said that ferrous hydroxide is readily soluble in soln. of the 
alkali hydroxides, and also m aq. ammonia, so that ferrous hydroxide is not com¬ 
pletely precipitated from 
soln. of ferrous salts by am¬ 
monium hydroxide, even in 
the presence of ammonium 
chloride. If the soln. of 
ferrous hydroxide in these 
menstrua be exposed to air 
or oxygen, the ferrous hy¬ 
droxide is rapidly converted 
into hydrated ferric oxide. 

On the other hand, E. Deiss 
and G. Schikorr, and 0. Bau- 
disch said that the hydroxide 
is insoluble in sodium and 
potassium hydroxides; so 
that the alleged solubility is 
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Fio. 507.—X-radiograms of some Hydrated Iron Oxides. 


a case of peptization to form a hydrosol. S. H. Carsley found that ferrous 
hydroxide is partially peptized by boiling it with cone, alkali-lye. The rate of 
settling of hydrated ferrous oxide in neutral and dil. alkali soln. is greatly 



Figs. 608 to 510.—The Solubility of Ferrous Hydroxide in Various Solutions. 


increased by boiling, owing, it is supposed, to the partial dehydration and 
coagulation of the particles. According to W. G. Whitman and co-workers, the 
solubilities of ferrous hydroxide in various salt solutions —calcium, sodium, 
ammonium, and magnesium chlorides, and in sodium sulphate, chromate, 
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dicliroinate, silicate, and hydroxide—are indicated in Figs. 508 to 510. The diller- 
ence in the results for anhydrous calcium chloride and its hexahydrate ia attributed 
to the presence of a small amount of calcium oxide in the former. It was found that 
the rates of corrosion of iron by these salt soln. are parallel with the solubilities of 
ferrous hydroxide in these soln., and this is taken to be in agreement with the 
colloidal theory of corrosion discussed by J. A. N. Friend. According to G. Fellini 
and D. Meneghini, ferrous hydroxide suspended in alcohol and treated at a low temp, 
with hydrogen dioxide furnishes a mixture of ferric hydroxide, and iron peroxide. 

A. 8. Loevenhart and J. 11. Kastle discussed the efEect of inhibitors on the catalytic 
decomposition of hydrogen dioxide by ferrous hydroxide. G. Kassner observed 
that ferrous hydroxide is oxidized by sodium dioxide. 

Ferrous hydroxide readily dissolves in acids» forming the respective ferrous 
salts ; and, according to G. Schmidt, much heat is evolved. E. Petersen observed 
that ferrous hydroxide is soluble in hydrochloric acid; and J. Lefort, that it is 
soluble in hydrochloric acid. W. van Wiillen Scholten found that ferrous hydroxide 
is oxidized by alkah hypochlorites; 0. W. Hempel, that iodic acid is reduced ; and 

B. Sjollema, and E. Weitz and H. Muller, that in boiling soln. in the absence of 
free alkali, potassium perchlorate is reduced quantitatively by ferrous hydroxide 
to form potassium chloride. W. Feld observed that ferrous hydroxide suspended 
in water is converted to ferrous sulphide by hydrogen sulphide. J. Lefort observed 
that the hydroxide is soluble in cone, sulphuric acid. 

M. Darso, J. L. Gay Lussac, and G. Schmidt considered that ferrous hydroxide 
is slightly soluble in aq. ammonia, but this is probably a case of peptization to form 
the hydrosol. H. Becquerel said that the hydroxide is soluble in aq. ammonia 
in the presence of ammonium salts, and this is attributed to the formation of complex 
ammines. The action was studied by 0. Faust, E. Dciss and G. Schikorr, and 

V, Paissakowitsch. Ferrous hydroxide generally acts as a reducing agent. 

W. R. Dunstan and T. 8. Dymond found that feebly alkaline soln. of hydroxylamine 
are d(*composed by ferrous hydroxide to form ammonia and a little nitrogen ; and 
F. Haber, C. Kjellin, and A. Kurtenacker and R. Neusser showed that if an alkalidye 
or aniinonia emulsion of ferrous hydroxide is employed, the yield of ammonia is 
almost quantitative. On the other hand, E. Ebler and E. Schott found that with 
a cone. soln. of hydroxylamine, nitrogen and nitrous oxide are at first turbulently 
evolved, and only towards the end of the reaction is ammonia formed. C. Kjellin 
found that j8-methyl hydroxylamine, j3-cthyl hydroxylamine,. and jS-iso-propyl- 
hydroxylamine are reduced by ferrous hydroxide to the primary amines, F. Haber 
said that hydrazine is not attacked by ferrous hydroxide. W. R. Dunstan and 
T. 8. Dymond found that hyponitrous acid is slowly decomposed by ferrous 
hydroxide with the formation of nitrogen, but neither ammonia nor hydroxylamine 
is produced. According to E. Divers and T. Haga, if nitric oxidc be passed into 
a soln. of potassium hydroxide mixed with some ferrous hydroxide, ferric oxide 
is formed, and the nitric oxirle is largely converted into ammonia, but neither 
hydroxylamine nor alkali hyponitrite could be detected among the products of 
the reaction. On the other hand, W. R. Dunstan and T. 8. Dymond observed that 
in this reaction a little ammonia and no hydroxylamine are formed, but some 
hyponitrite, nitrogen, and a little nitrous oxide are produced. In the absence of 
alkali, hyponitrite, ammonia, and hydroxylamine are not formed, but nitrogen 
and nitrous oxide appear. In the presence of a cone. soln. of potassium hydroxide, 
ammonia, nitrogen, and nitrous oxide are formed, but no hyponitrite. A. Klemenc, 
H. Reihlen and A. von Friedolsheim, and 0. Baudisch and L. A. Welo also studied 
the reduction of nitric oxide by ferrous hydroxide, and the formation of hydrated 
ferrosic oxide. J. Gay, and E. Peligot found that nitrogen peroxide is reduced to 
nitrogen and nitrous oxide by ferrous hydroxide. W. von Zorn showed that freshly 
precipitated ferrous hydroxide energetically reduces sodium nitrite in aq. soln.; 
heat is evolved, and hyponitrite, ammonia, nitrogen, and nitrous oxide are formed. 
E. Divers and T. Haga observed no hyj)onitrite8 in the products of the reaction ; 
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but W. li. Dunstan and T. S. Dymond said that the gas which is evolved is a mixture 
of nitrogen and nitrous oxide, and in the soln. hyponitrites, but not hydroxylamine, 
are formed ; if an excess of ferrous oxide is employed, nitrogen and ammonia are 
produced. 0. Baudisch and co-workers found that alkali nitrites are quantitatively 
reduced in the presence of an excess of ferrous hydroxide, in statu nascendiy in neutral 
or alkaline soln., and in the absence of oxygen. With boiling soln.of alkali hydroxide, 
ammonia is the sole product; and with boiling soln. of alkali carbonate, ammonia 
and nitrous oxide are formed. According to E. Divers and T. Haga, alkali nitritOvS 
yield much ammonia when treated with ferrous hydroxide in the presence of a 
soln. of potassium hydroxide—but no hydroxylamine, or hyponitnte, or any 
gaseous product is formed. The reducing action was also studied by W. von Zorn, 
and G. Schikorr. By this reaction S. Miyamoto determined the nitrites in soln. 
as ammonia. The velocity of reaction between potassium nitrite and ferrous 
hydroxide in alkaline soln. was measured at 25°, 35°, and 45°. When the initial 
concentration of the nitrite is very small compared with that of the alkali hydroxide, 
the velocity curve is linear. The velocity constant increases with the concentration 
of the alkali hydroxide, and is expressed by the. formula : soys- 2 ^ 

p(l-f 0*79 C'koh)* The velocity constant is increased 2-35 times for each rise in 
temp, of 10 °. The presence of potassium sulphate in the system has no effect on 
the reaction velocity. The speed of the reaction is too great for measunment at 
the b.p., 108°. A. Thum said that the ferrous hydroxide is rapidly converted to 
hydrated ferrosic oxide, and then slowly to hydrated ferric oxide. F. Kuhlmann, 
and W. von Zorn observed that a warm, dil, soln. of potassium nitrate is reduced 
by ferrous hydroxide and ammonia is formed —vide supra, S. H. Carsley observed 
that the reduction of the nitrate to ammonia is quantitative and the hydroxide 
forms the black magnetic ferrosic oxide; and instead of 8 Fe( 0 H) 2 +NaN 03 
-- 4 Fe 203 -( 6 H 20 +Na 0 H + NH 3 , with the intermediate formation of Na[Fe(()H) 3 |, 
S. }I. Carsley, and C. Sandonnini and S. Bezzi prefer the equation: 12 Fe(OH )2 
-|-NaN 03 - 4 Fe 3 O 4 -fl 0 H 2 O-fNaOH+NH 3 . In dil., neutral soln., previously 
boiled ferrous hydroxide reduces the nitrate more slowly than does the freshly 
precipitated oxide owing to the dehydration and agglomeration of the hydrated 
ferrous oxide. K. Divers and T, Haga found that alkali nitrates were not reduced ; 
but W. li. Dunstan and T. S. Dymond said that a little ammonia, and a small 
quantity of a gas are produced ; and with small proportions of potassium nitrate, 
the conversion to ammonia is complete. The reaction was also studied by E. Deiss 
and G. Schikorr. S. Miyamoto found that the reduction of the nitrates does not 
proceed so easily as is the case with the nitrites, but that the reduction does occur 
m boiling soln., and it is quantitative, so that it can be emjdoyed for the determina¬ 
tion of nitrates in soln. The velocity of reaction between potassium nitrate and 
ferrous hydroxide in alkaline soln. was measured at 108° and 112 * 2 °, the velocity 
constant being approximattdy 7-577 X10“^ (calc. 7-726 X 10“3 ; • 3*5391 mol. 

per litre) and 2-331 X10“ 2 (calc. 2-326 Xl 0~2 • Ckoii • 6*9541 mol. j>cr litre respec¬ 
tively). According to 0, Baudisch and co-wmrkers, ferrous hydroxide in neutral 
or faintly alkaline soln. is unable to reduce nitrates to nitrites ; but the reduction 
takes place with the co-operation of atm. oxygen. Nascent ferrous hydroxide is 
far more powerful as a reducing agent than the freshly precipitated ferrous hydroxide 
towards nitrites. It is assumed that ferrous hydroxide absorbs oxygen, forming 
ferrous peroxyhydroxide : [Fe(H 20 ) 6 ]( 0 H) 2 + 02 “[Fe 02 (H 20 ) 5 ]( 0 H) 2 d-H 20 , other¬ 
wise expressed : Fe(0H)2-l-02“Q^Fc(0H)2. The peroxide so formed, in virtue 

of its iron nucleus, has the pow'cr of activating the oxygen subsidiary valencies of 
other substances and forming unstable compounds wdth them. 8 . II. Carsley said 
that 0. Baudisch and co-workers prepared their hydrated ferrous oxide at different 
temp., so that their result,s are complicated by differences in the degrees of agglo¬ 
meration of the hydrated oxide. The effect of oxygen on hyrdated ferrous oxide 
is to form an unstable higher oxide--FooO^ or Fe 03 —as 0 . Baudisch assumed. 
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0. Baudiscli and co-workers showed that ferrous peroxyhydroxide can act as an 
oxidizing agent, as is shown by the conversion of alcohol to aldehyde and by its 
behaviour towards starch and sugar. It acts in this respect in the same manner as 
light energy alone or in the presence of traces of iron. It can effect the reduction of 
alkali nitrate to ammonia. The first action is supposed to involve a reaction with 
the peroxyhydroxide and the nitrate : Fe 02 ( 0 H) 2 + 2 NaN 03 —Fe( 0 H )2 + 2 NaN 02 
+ 2 O 2 , and the nitrite is then reduced by the hydrated ferrous oxide to ammonia. 
Both types of reaction can take place in one and the same soln. Formaldoxime 
and traces of nitromethane are formed when a methyl alcohol soln. of nitrite is 
treated with ferrous sulphate and an excess of sodium hydrocarbonate and shaken 
with air. The nitric acid is reduced to hyponitrous acid, which reacts with the 
formaldehyde produced by the oxidation of methyl alcohol, yielding formhydroxamic 
acid, which is in part converted into formaldoxime. Both iron and ferrous per¬ 
oxyhydroxide are ferromagnetic, but ferrous hydroxide is not so. According to 
0. Baudisch and L. A. Welo, when the precipitate of hydrated ferrous oxide is 
stored in the absence of air—although apparently stable even when boiled -it 
gradually loses its power of reducing nitrates to nitrites, and of catalysing the 
oxidation of organic compounds such as uracil and lactic acid, although on 
exposure to air they still absorb oxygen. The loss of therapeutic efficacy under¬ 
gone by certain mineral waters through keeping has been correlated with a 
precipitation and consequent inactivation of ferrous salts analogous to the ageing 
process described above ; it was found that the ageing of the mineral water was 
accelerated by exposure to light. The ageing process is attributed to the gradual 
passage of the hydrate from the amorphous to the crystalline state. 

G. Schmidt found that dried ferrous hydroxide rapidly absorbs carbon dioxide, 
becoming at the same time hot and black. According to E. Deiss and G. Sehikorr, 
the oxidizing action attributed to carbon dioxide is really due to the oxygen dissolved 
in the water. P. N. Raikow found that ferrous hydroxide reacts with carbon dioxide 
to form ferrous carbonate and hydrocarbonate. F. K. Cameron and W. 0. Robinson 
also studied this reaction, H. C. Allen, and S. Miyamoto observed that ferrous 
hydroxide in a soln. of alkali hydroxide also reduces nitrobenzene to aniline at 
ordinary temp. E. J. Morgan and J. H. Quastel found that methylene blue is 
decolorized ; and F. Feigl, that benzidine is not coloured blue by ferrous hydroxide. 
L. Cramer noted that gelatin is coagulated by ferrous hydroxide. C. C. Palit and 
N. R. Dhar studied the action of the hydroxide as a catalyst in the oxidation of 
glycerol; and N. R. Dhar, in the induced oxidation of fats, proteins, sugar, starch, 
formic acid, etc. C. H. Herty and co-workers studied the reaction between silicon 
and ferrous oxide, and found for the equilibrium constant, Ky in the reaction 
Si-f-2Fe0^=^2Fe-j“Si02, 0-000165. W. A. Roth and co-’workers dctiTinined 

thermochemically that in the reaction with silica, 2 Fe 0 -|-Si 02 quartz — 

+8*1 Cals. 0. von Keil and A. Dammann, J. H. Whiteley and A. F. Hallimond 
studied the reaction with silica. 

G. Grube and H. Gmelin found that by anodically polarizing iron in a 40 per 
cent. soln. of sodium hirdrozide, and a low current density, in the absence of air, 
the iron goes into soln. as sodium hypoferrite, Na2Fe02. At higher temp, this 
forms ferrites and ferrate —mde infra, W. Biltz and co-workers prepared spinels 
with ferrous oxide and alumina, ferric oxide, or chromic oxide. J. H. Andrew and 
co-workers found that mixtures of manganese oxide and ferrous oxide form a 
complete series of solid soln. with a m.p. rising almost linearly from that of ferrous 
oxide at 1410° to that of manganese oxide at 1585°. The liquidus is with) . 20° of 
the solidus throughout the whole range. 

According to A. Levol, CUpric hydroxide and cupric salts are reduced by ferrous 
hydroxide. The reaction was studied by H. R. Ellis and W. H. Collier, F. Forst^er 
and V. Herold, H. Frischer, F. Herrmann, and T. S. Hunt. According to E. Miillcr 
and F. Kapeller, the reducing power of a soln. containing ferrous and ferric ions 
increases with the ratio Fe’YPe’*'. For example, (i) Atmospheric oxygen does not 
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oxidize an acid soln. of ferrous sulphate, but is quickly absorbed if an alkali is 
added. In the former, the ratio cannot much exceed 10^, whereas in presence of 
normal alkali it is 1*5x1022, owing to the greater solubility of b'rrous hydroxide, 
(ii) Soln. of ferrous sulphate and cupric sulphate do not react, but cuprous oxid(i 
is precipitated if potassium fluoride is added to the neutral mixture, and metallic 
copper if it is added to the acidic soln. In this case, the ratio is incn'ased by the 
conversion of ferric ions into complex ions containing iron and fluoriiK*. bi neutral 
soln. the cuprous ions produced by the reduction separate as hydroxid(‘, whilst 
in acidic soln., owing to the higher cone, reached, they yield metallic copper and 
cupric ions, (iii) The oxidation of hydriodic acid to iodine by ferric ions, 21'- f 2Fe ’* 
--l2+2Fe’‘, is also reversed by the addition of potassium fluoride. K. V. Wells 
represented the main reaction between ferrous hydroxide and cuprous salts by 
3FeO-l 2CuCl=^2Cu bFe 203 -bFeCl 2 , especially when the cuprous salt is in (‘xcess ; 
with a decrease in the latter, the reaction is 4FeO+2CuCl~2Cu f Fe.j() 4 -]-Fe(l 2 - 
The reaction Cu*-|-Fe'‘^Cii+Fe”* results in the separation of copper when the 
H -ion concentration pH>b*(). H. Ost observed that ferrous hydroxide reacts with 
magnesium chloride to form ferrous chloride and magnesium hydroxide ; and 
similarly with magnesium sulphate; but E. Deiss and G. Schikorr observ^nl no 
reaction with magnesium sulphate. 0. A. Graumann observed that a mixture of 
zinc sulphide and ferrous oxide, when heated, does not give off zinc vapour. 
G. W. Hempel found that ferrous hydroxide reduced mercuric chloride to 
mercurous chloride; II. Ost, that it forms aluminium hydroxide when added to 
neutral soln. of alum ; E. Deiss and G. Schikorr, that chromic hydroxide is not 
reduced by ferrous hydroxide ; and C. W. Hempel, that platinum tetrachloride 
is reduced to the metal. 
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Min. Eng., 62. 205, 1925 ; W. von Zorn, Dingier'$ Journ., 15. 1259, 1882. 

§ 29. Ferrosic Oxide ; or Magnetic Oxide of Iron 

The Chinese have ]>eeii credited with knowing something about tlie magnetic 
needle so far back as 1100 B.c. In his Ilepi XlBcov, written about 325 B.c., 
Theophrastus referred to the power of attraction which some stones -e.g. the 
XlOo^ aihrjpovayovoa- liave for iron —vide the history of manganese ; and the 
subject w^as discussed by 0. Lenz.i At the beginning of our era, Pliny, in his 
Historia naturalis (36. 25), discusses the mineral magnes which has tlie power of 
attracting iron ; and added that in ^Ethiopia, there is a mountain in which the 
stone theamedes is found ; this mineral repels and rejects iron. This report may 
be founded on the repulsive action of the like poles of two magnets. The property 
of polarity which distinguishes the lodestorie (or Idadstone) is exceptional. Pliny 
also mentions the magnetic projierties of the siderites or hcrachion. This mineral is 
also the p.ayi'rjg Xl6o^, mentioned by Dioscorides in his first-century work Uepl vXrjg 
taTpi/cf/sr. According to E. Wiedemann, the Arabian Abu MCisa Galiir lien Hajjan 
mentioned that a sample of magnetic iron ore lifted 100 dirhems of iron, but after 
it liad stood for some time it could not lift 80 dirhems of iron. The Arabian, A1 
Dimaschque, also wrote on the subject about 1320. Magnetic iron ore was described 
])y A. Aphrodisiensis, and the subject was di.scussed by M. Steinschneider, and 
V. Rose. It was called Siegelstein by G. Agricola; the minera ferri nigricans magneti 
arnica, or magnet of J. G. Wallerius ; the minera ferri attracioria of A. Cronstedt; 
the magnetischer Eisenstein of A. G. Werner; and the magnetite of W. Haidinger. 
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G. Nyiredy, T. Petersen, W. B. Plnllii)s, F. J. Pope, C. F. Ratnmolsberg, 
L Ricciardi’, F. Scafile, B. Schwnlhe, E. Socliting. J. del Pan, A. Stanojevic, 
I. Thiel, G. R Tschernik, J. H. L. Vogt, T. I.. Walker and A. L. Parsons, 


Analyses were reported by H. Arsamlaux,* J. J. Berzelius, W. Boruhordt, 
A. Breithaupt, A. Cathrein, A. H. Chester. F. W Clarke, B. Classen, C Despretz. 
E. Dittler and H. Hueber, J. N. von Fuchs, J. L Gay-Lussac, P. F. Grout and 
T. M. Broderick, 

C. J. B. Karsten, 
nitsch, D. Lovisato, 

G. 

L. 

C. H. Warren, M. Weibull, and F. Zainbonini. The results are, in tlie main, in 
agreement with the formula of iron Intatelrojide, or feiTOSic OXide, FC 3 O 4 , or 
FVOFeoO, ^r the idealized mineral. The f,rropicolile of A. Lacroix, found 
in Madagascar, has the composition (Fc,Mg) 0 .(AI,Fe) 203 . F. von Sandberger 
reported ('ithor stannous or stannic oxide in the magnetites of Iiirschberg, 
Manganous oxide may be present, and M. Weibull writes the formula 
(Fe,Mn) 0 .Fe 203 ; some magnesia and alumina were found by A. Knop to be 
associated with the mineral thus making the formula (Fc,Mg)0.(Al,b 0)003 ; and 
for the chromiferous varieties described by A. Cathrein, Fc 0 .(Fe,Cr )203 ; while 
the titaniferoua varieties may have FeTi 03 or MgTiO^ in solid soln. with Fe^Os ; 
but, as shown by W. B. Phillips, magnetite exhibits a wide variation in composition, 
for the extremes in 80 analyses were : 


Magnetite (ideal) 

Octahedra from Vogelbberg 
blieperd Mt., Missouri . 


Fo as FcO 
24-11 
39-85 
1-36 


Fe as FC2O3 
48-29 
15-22 
B3-95 


IX): F02O3 
1 : 2-00 
1 ; 0-38 
1 • 47-02 


T. L. Walker found the dominant mineral in loadstone from Bon Accord, 
Transvaal, to be (Fe,Ti) 203 . J. J). Dana classed the magnetites as (1) ordinary 
massive, crystalline or sandy magnetites; (2) magnesian magnetites ; (3) niccol- 
iferous magnetites; (4) titaniferous magnetites; (5) manganesian magnetites; and 
(6) ochreous magnetites. W. N. Hartley and H. Bamage observed the presence of 
sodium, potassium, rubidium, silver, copper, gallium, manganese, lead, and nickel. 

The existence of ferrosic oxide as a chemical individual was demonstrated by 
J. L. Gay Lussac, and J. J. Berzelius. J. L. Guy Lussac regarded it as a particular 
stage in the oxidation of iron, but J. Dalton, and J. J. Berzelius considered it to be 
a compound of ferrous and ferric oxides. The graphic formula is usually based 
on the assumption that tlie oxide contains both ferric and ferrous iron, as is 
exemplified by tlie presence of both salts of iron when ferrosic oxide is dissolved 
in acids. The graphic formula is 0—Fe —D—Fe—0—Fe- 0, or Fe(Fe02)2- 
S. H. Emmens, and W. G. Brown preferred formulae in wliich tlie iron atoms were 
supposed to be quadrivalent. The formula Fe(Pe02)2 agree.s with the spinel 
structure deduced by M. L. Huggins from the space-lattice. 

According to S, Hilpert, the formation of the magnetic ferrosic oxide from non¬ 
magnetic, hydrated ferrous and ferric oxides shows that the mngnetic property 
lies primarily in the combination of the two- where ferric oxide acts as an acid 
anhydride, and ferrous oxide as a liase. This makes magnetic ferrosic oxide a 
ferrous ferrite, Fe(Fe02)2, f e. a member of the family of spinels. That the magnetic 
property depends on the acidic property of the ferric oxide is shown by the fact 
that the ferrous oxide can be replaced b} upric, cobaltous, calcium, barium, and 
potassium oxide to form magnetic ferrites— vid^ infra. Indeed, cupric ferrite, 
(Cu0) + (Fe 203 )- is as strongly magnetic as (FeO) *^(Fe 203 )"-. It is possible to 
oxidize magnetite to magnetic ferric oxide; but in the compound Fe 0 .Fe 208 , 
only the ferrous iron can be oxidized to furnish (Feo 03 ) ^ ( 2 Fe 203 )“‘, ot ferric ortho- 
ferrite, ¥e‘'’(FeO^Y'\ and this red powder is the true magnetic ferric oxide (q.v.). 
The cobalt ferrite, (CoO) + (Fe 203 )~, can be similarly oxidized to (C 02 O 3 ) ( 2 Fe 203 )~‘. 
0. Miigge’s study of the reduction products of haematite and the oxidation products 
of magnetite led him to suggest that magnetite is a solid soln. of ferric oxide in 
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the cubic form of ferrous oxide \ uiid this view is favoured hy A. Gawalowsky, and 
K» Hofmann. A. Krause and J. Tulecki obtained magnetic ferrous ferrite, at 18°, 

(i) by adding ammonia to an acid soln. of ferrous chloride containing meta ferric 
hydroxide in suspension; and (ii) by adding ammonia to a mixed soln. of 
ferrous and ferric chlorides. The latter varied in composition owing to oxida¬ 
tion, and contained more water tlian the former ; the former approximated closely 
to Fe(Fe 02 )o™JHo 0 . 

8. Breislak;-* J. J. Ferber, C. W. C. Fucks, F. Galiani, G. Gioeni, P. Grotli, 

A. Johnsen, A. LacToix, T. Moniicelli and N. Govelli, L. Pilla, S. ('. Ponte, J. S. Presl, 

0. F. Tlamraelsberg, A. Scacchi, G. Rtriiver, D. F. Wiser, and F. Zarnbonini found 
that magnetite occurs as a sublimation product in the lava of Vesuvius and Etna. 

J. H. L. Vogt regarded magnetite as a product of magmatic difierentiation ; thus, 

J. Morozewicz observed that in artificial magmas, magnetite is easily formed when 
the proportion of silica is low, for any iron in excess of that needed to combine with 
silica is liable to be de])osited as magnetite. The order of its separation with respect 
to other minerals is not invariable. Magnetite, like other spinels, may be formed 
by the breaking dowui of other minerals, or by reactions between them ; t.e. 
magnetite may be a product of contact metamorphism. Thus, C. Doelt(‘r obtained 
it by fusing various rocks with limestone ; the fusion of acmite furnishes magnetite 
and a glass ; and glaucophane gave a mixture in which magnetite occurred. The 
fusion of biotiie, and microcline gave F. Fouque and A. Michel-Levy magnetite, 
leucite, and olivine ; J. Lenarcic found magnetite in the mass produced by fusing 
a mixture of leucite and augite, but when magnetite is dissolved by fused labradorite, 
augito is formed. 0. F. W. A. Oetling found it in the products of the fusion of 
felspathic basalt. M. Vuenik, and B. Vukits found magnetite among the products 
of mixtures of anorthite and hedenbergite, albite and hedenbergite, olivine and 
augite, elapolite and angite, and ela^olite and diopside. This subject was discussed 
by H. L. Ailing, A. Bauer, R. Beck, G. Berg, K. Bogdanovich, K. Busz, R. A. Daly, 
0. A. Derby, 8. Foslie, P. Geiger, V. M. Goldschmidt, V. Hammerle, A. G. Heigbohm, 
E. Hussak, E. P. Jennings, fl. E. Johannson, J. F. Kemp, T. Kjerulf, L. de Launay, 
W. Lindgren, G. Medanich, K. Petrascli, H. Sjogren, R. B. Sosman, A. 0. Spencer, 

O. Stutzer, A. E. Tornebolim, H. S. Washington and E. S. Larsen, and 
G. li. Wiliams, etc. According to F. W. Glarke, magnetite occurs as an accessory 
mineral in rocks of all classes, and it sometimes forms the principal constituent. 
It is most abundant in rocks rich in ferromagnesian minerals—c.^. the norites, 
diabases, gabbros, or peridotites ; but it may be also associated with nepheline 
rocks and anorthites. In many cases it forms large ore masses which are highly 
titaniferous; indeed, some ores shade by imperceptible graduations into ilmenite 
with over 40 per cent, of titanic oxide; they frequently contain spinel, and 
cortffiduin. The magnotite-ilmenite ores were studied by S. Brunton, F. F. Osborne, 

P. Ramdohr, G. M. Sc hwartz, M. Kamiyama, J. T. Singewald, and i\ Warren. 

In many cases, magnetite is not of direct igneous origin. H. Roller observed 
it in clay deposits from rivers and seas. C. R. van Hise found it associated 
with griinerite and actinolite in the slates and cherts in the great iron deposits 
of Lake Superior region, and the adjacent parts of Michigan, Wisconsin, and 
Minnesota. The magnetite of the Mesabi district is, according to C, K. Leith, 
derived from the leaching of a hydrated iron silicate which he called greenalitv. 

W. von Giimbel, and L. W. Collet and G. W. Lee observed magnetite in the 
freshly formed sediments at the bottom of the sea. The mineral tiabirite (vide 
ferric oxide) is thought by E, Hussak to have been formed as a chemical sediment. 
Observations on the formation of magnetite in this way were ^iiade by K. Bog¬ 
danovich, F. F. Osborne, P. Krusch, R. Brauns, J. Ahlburg, G. Rose, etc. The 
formation of magnetite in colloidal soln. has been discussed by G. Berg, K. C. Berz, 
8. Hilpert, and H. Streinme. C. R. van Hise also added that magnetite may be 
formed from marcasite and pyrite, and from the oxidation of sideritc, and by 
further oxidation, it may pass into hiematite and limonite, and through the agency 
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of carbonated waters, transformed back into siderite. L. de Launay discussed the 
reduction of haematite to magnetite by the reducing action of bituminous substances 
associated with quartz veins at Griingesberg, Sweden. A. J. Moses described 
magnetite pseudomorphs after Inematite; and E. Doll, after breunnerite; 
E. L. Perry, after chrysotile ; and A. Liversidge found magnetite present in many 
minerals and rocks. 

The occurrence of magnetite as an inclusion in meteorites was reported by 
J. Antipoff,^ J. J. Berzelius, A. Brezina, 8. Cloez, E. Cohen, A. Damour, A. Daubree, 
J. M. Davison, C. G. Ehrenberg, E. E. Howell, A. Krantz, 8. Meunier, C. F. Mohr, 
J. Murray and A. F. Renard, F. Pisani, G. vorn Rath, C. von Reichenbach, G. Rose, 
C. U. Shepard, G. Tschermak, and G. H. F. Ulrich. Magnetite also occurs in some 
atmospheric dusts. 

Magnetite, ferrosic oxide, or fierre d'aiimnt, may be formed as an accidental 
product in industrial processes or products. Thus, it forms a large proportion of 
the S9mthy scale or iron scale of the blacksmith. G. E. Allan and J. Brown ^ assume 
that the seat of the magnetization in the case of the created ore, etc., is ferrosic 
oxide. E. L. Perry observed fibrous magnetite formed after chrysotile on Casper 
Mountain, Wyoming. J. F. L. Hausmann observed magnetite formed in the 
masonry of a lead furnace at Goslar ; A. Laurent, in an iron furnace at Chatillon- 
sur-Seine; H, Wieser, in a blast-furnace at Plons; G. M. Schwartz, in iron ores 
that had been sintered; J. B. J. D. Boussingault, in a roasting furnace for iron ores 
at Rio (Pyrenees-Orientales) ; J. F. L. Hausmann, F. Sandberger, and T. Scheerer, 
in the sole of a puddling furnace ; and A. Krantz, A. Lacroix, and H. von Dechen, 
in the debris from fires at Hamburg, etc. W. G. Muller, and J. Spiller observed 
it in crystals among the iron residues obtained in the reduction of nitrobenzene to 
aniline; R. Kattwinkel, in steam-pipes 20 years old ; C. F. Rammelsberg, in the 
sulphate pan of a Leblanc soda works; E. Svalander and J. Landin, in an iron pan 
used for heating a mixture of sodium chloride and hydrosulphate ; J. H. L. Vogt, 
at the bottom of a converter smelting copper ore ; F. K. L. Koch found that iron 
plates laid beneath the hearths of iron-smelting furnaces and exposed to a red-heat 
are in the course of G or 10 years completely converted by the moisture of the soil 
into magnetic oxide, partly crystalline and partly amorphous. The same compound 
is said to be formed on the under-side of refining hearths where the iron comes in 
contact with water vapour—^ide supra, the composition of rust. A. Laurent and 
C. Holms observed that on the hearths of puddling furnaces there is formed a 
mixture of ferrous silicate and magnetic oxide ; and the latter crystallizes in geodes 
in regular tetrahedra, truncated octahedra, and rhornboidal dodecahedra. 
J. H. L. Vogt observed that magnetite occurs in furnace slags; E. Keller, in 
blast-furnace and reverberatory furnace mattes; M. Faraday, in pottery; 
P. P. Sustchinsky, in porcelain from Carlsbad; J. W. Mellor, in bone-china ; and 
A. Hopwood, in fired clay-ware. R. Boyle observed that fired bricks are magnetic, 
and if the red-hot brick be allowed to cool in the same position it becomes magnetized 
in the same direction as the earth’s magnetic field ; and J. B. Beccaria also observed 
that bricks or ferruginous stones struck by lightning become permanently mag¬ 
netized in the same direction as the earth’s magnetic field. G. Gherardi also 
established the existence of a permanent magnetism in all kinds of ancient and 
modern clay-wares, and showed that edifices made from magnetic bricks must have 
an influence on measurements of terrestrial magnetism, a subject studied by 
J. Lamont, F. Kohlrausch, R. W. Wilson, and C. C. Marsh. G. Folgheraiter said 
that the various clay-wares found in excavations and ancient tombs afford an 
indelible record of the state of the earth’s magnetism at the epoch and place of 
manufacture, and thereby furnish an indirect means of measuring the secular 
variation of the magnetic inclination of the earth since the clay-wares were manu¬ 
factured. Observations on this subject were made by 0. A. Gage and 
H. E. Lawrence, F. Pockels, B. Brunhes and P. David, and P. L. Mercanton. 

The preparation of ferrosic oxide. —According to E. Mitscherlich,® in the 
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rapid combustion of iron, either in oxygen or air, ferrosic oxide is formed. When 
iron 18 heated to dull redness in air it acquires a thin film which has successive 
shades of yellow, red, blue, and grey; and the analyses of R. Akermann and 
^ ir Laurent, and J. F. L. Hausmann gave for the product 

Fe 0 .Fe 203 . R. Ruer and M. Nakamoto found that when ferric oxide is heated 

1150°, the product is ferrosic oxide with 2 per cent, 
of dissolved ferrous oxide ; and when tlie ferric oxide is melted at 1550°, the product 
18 ferrosic oxide with 4 per cent, of dissolved ferrous oxide. P. Rarndohr discussed 
this reaction. According to C. G. Mosander, the outermost layer of the scale formed 
when iron is heated in air, is ferrosic oxide, but within, the composition approxi¬ 
mates FcsO^.^iFeO. The skin of oxide which i.s formed may be detached by bending 
or hammering the cold metal, or by plunging the hot metal into cold water. The 
product is called hammer-slag, iron scale, or sca^^ iron. The scale formed in the 
steel-rolling mills is called roll scale. C. G. Mosander found the external layer in one 
case api)roximated to Fe 0 .Fe 203 , and the inner layer to 6 Fe 0 .Fe 203 . If the oxida¬ 
tion be allowed to continue, the ferrosic oxide forms ferric oxide. Thus, J. Percy 
found the outermost layer in one case approximated Fe 203 ; in the middle layer, 
7 Fe 0 . 3 Fc 204 ; and the inner layer, 5 Fe 0 .Fe 304 . F. S. Barff applied rust-protective 
coatings to iron by exposing the surface of iron at about 730° to the action of steam 
for several successive l-hour treatments with intermediate cooling in air. 
R. M. Bozorth obtained X-radiograms of the products. He found three layers 
containing three oxides in the following sequence and thickness : Fe 203 , 0*2jLi; 
Fe 304 , 2’OfjL ; and FeO, 97'8/x. P. P. FedoteeiJ examined the structure of the same 
protective coating produced at 1000° to 1100°. Octahedral crystals with deep, 
etched pits were observed, but no layer formation could be detected. The layer 
of oxide was optically homogeneous, though chemically it was richer in ferrous 
oxide next to the metal. L. B. Pfeil observed that when iron and steels are 
oxidized at a red-heat in air, the scale which is formed normally contains three 
layers : (i) an outer layer mainly ferric oxide—about 70 per cent, ferrosic oxide and 
30 p(‘r cent, of ferric oxide ; (ii) a middle layer with ferrous and ferric oxides in 
the proportion 3:1; and (iji) an innermost layer mainly ferrous oxide—vide supra, 
the corrosion of iron. 

The oxide coatings produced by F. S. Barff, and G. Bower for the protection of iron and 
Bteel from rusting, were diseussed by J. Percy, G. W. Maynard, S. Cornell, P. Askenasy, 
Simson and Co., R. Kattwinkel, K. Stumper, B. H. Thwaite, C. Platt, G. Weigelin, 
W. E. Kvider, A. H. Sang, P. S. Brown, and M. Matw^eff. Other ways of producing the 
oxide coating have been suggested—e.ff. by the action of carbon dioxide at an elevated 
temp. (C. and A. S. Bower, Western Electric Co., and G. R. Tweedio) ; by tr(‘ating the 
metal witli a bath of fused alkali (M. Honigmann) ; immersion in a bath of fused alkali 
nitrate with or without manganese dioxide (W. B. Greenleaf, C. S. A. Tatlock, and 
E. Blassett) ; and by anodic oxidation in alkali-lyo (A. de M^ritens, and L. ReviUon). 

According to K. A. Hofmann, in the oxidation of iron, a layer of ferric oxide is 
first formed on the surface ; the adjacent iron then acts as a reducing agent, causing 
a graduation from ferric oxide through a zone of magnetic iron oxide and ferrous 
oxide to an underlying layer of metallic iron. The finer the grain-size, and therefore 
the greater the free surface area, the higher the proportion of ferric oxide in the 
product. Iron containing finely disseminated ferric oxide gave a pyrophoric 
product after a short reduction in hydrogen below 600°. Exothermic absorption of 
oxygen on the surface of this material in air causes a rise of temp, proportional to 
the ratio surface : mass. Spontaneous combustion takes place if this ratio is 
sufficiently large. The pyrophoric property is removed by heating for a long time, 
or at a high temp, in an inert atmosphere. P. Oberhoffer and K. d'Huart regarded 
hammer slag as a mixture of ferrous and ferric oxides which approximated FesO^ ; 
but P. Oberhoffer also suggested that it might be a solid soln. of ferrous and ferric 
oxides. 

Observations sur les battitures defer were also made by P. F. G. Boullay, G. Bower, 
and P. Berthier, who gave for its composition 4 Fe 0 .Fe 203 ; J. W. Dobereiner, who 
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gave 3 Fe 0 .Fi\> 03 ; and M. Beaujeii and C. Mem*, who gave FegO® and FcnOig. 
E. J. Maumenc gave 20FeO.9Fe2O^ i.e, which is very near Fe 304 . 

H. Chandra, A, Kaufrnann and F. Haber described a bluish-black oxide of the 
composition 2 Fe 0 . 3 Fe 203 , or FegOn, obtained by the action of jpotassium nitrate on 
a boiling soln. of ferrous sulphate rendered alkaline with aniinonia, and II. Chandra, 
and 0. Hauser obtained a 4 Fe 0 .Fe 203 by dehydrating the hydrate h. J. Kohl- 

meyer also obtained indications of the forniation of Je 0 . 3 Fe 203 , 3 Fe 0 . 5 Fe 203 ; 
and 3 Fe 0 . 4 Fe 203 ; and complex products were obtained by H. Wicht - vide infra, 
solid soln. of ferric oxide and ferrous oxide—but K. Ruer and M. Nakamoto, and 
A. Simon and T. Schmidt could not confirm this. H. St. C. Deville considered that 
the oxide Fe 0 .Fe 304 , or rather Fe 405 , is formed when steam acts on iron at an 
elevated temp. ; but P. P. Fedoteeif and T. N. Petrenko showed that at KXX)'" to 
1100% the oxidation with steam or carbon dioxide proceeds Fe->Fe 0 -^Fe 304 ; and 
with mixtures of steam and air, Fe->Fe 0 ->Fe 3 () 4 -»Fe 203 . F. Wiist obtained 
2 Fe 0 .Feo 03 by heating ferric oxide in vacuo at 1100^; and 3 FeO.Fe 203 , at 1200". 
eT. W. Dobereiner heated ferrous carbonate and obtained 3FeO.Fe2C3 ; E. Glasson, 
4 FeO.Fe 203 ; and J. N. von Fuchs, A. Knop, and C. F. Rammcisberg, r)Fe 0 . 2 Fe 203 ; 
whilst from the oxalate, C, F. Rammelsberg obtained 4 Fe 0 .Fe 203 . The physical 
properties of these mixtures or solid soln. were examined by (i. K. Burgess and 
P. 1). Foote, E. Greulich, S. Hilpert and J. Beyer, R. B. Sosman and J. C. Hostetter, 
and H. Wicht. Analyses of mill scale were reported by A. Ledebur. 

What was formerly called anhydrous tetkiops martialis, or Voxyde de fer noir, 
or black oxide of iron, approximates to ferrosic oxide, and was prepared by the 
incomplete oxidation of iron by air or steam. F. Kuspert described a demonstration 
experiment for the combustion of iron in oxygen. Near the beginning of last 
century, ferrosic oxide was prepared by oxidizing iron in air by J. L. Gay Lussac, 
F. Stromeyer, and H. Davy. J. J. Berzelius showed that ferric oxide dissociates 
forming ferrosic oxide ./hen it is heated, so that ferrosic oxide is formed w^hen iron 
is heated in air at a high enough temp, even if ferric oxide were first produced. 
0. Bauer and E. Deiss, and A, Kropf said that the principal product obtained by 
burning iron in oxygen is ferric oxide ; most others say ferrosic oxide. E. Mitscher- 
lich obtained ferrosic oxide in octahedral (•^vstal^ by burning iron in a blast-flame. 
W. G. Mixter, and W. A. Roth observed that the conversion of iron into ferrosic 
oxide is not complete wdien iron burns in oxygen, even at 12 to 15 atm. press. 
When the noii-oxidized iron is removed by a magnet,*W. (i. Mixter o])tained a 
product approximating Fe 3 () 4 . II. Wicht found that tlie fused ])roduct obtained 
by burning iron in oxygen has 2*5 to 10 FeO, Fe 203 ; A. Mittasch's product with 
oxidizing gases under press, was Fe 304 ; R. W. G. MVckofl and E. D. Crittenden's 
product approximated Fe 304 ; and K. Deiss and 11. Leysaht added that with the 
slow combustion of iron in oxygen, ferric oxide is formed, and with rapid com¬ 
bustion, ferrosic oxide. 

F. Bergius found that the reaction between iron and liquid water under press, 
furnishes ferrosic oxide in a form which is easily reduced ; and E. V. Shannon 
regarded magnetite as a transient intermediate and unstable stage in the atmo¬ 
spheric oxidation of meteoric iron to limonite; and A. Payen, H. Ost, N. J. B. G. Gui- 
bourt, A. Ackermann, E. Deiss and G. Schikorr, and J. Huggett observed its 
formation in the earlier stages of the rusting of iron in aerated w^ater. According 
to J. L. Gay Lussac, and C. Despretz, red-hot iron in contact with steam forms 
hydrogen and ferrosic oxide. Red-hot iron filings repeatedly sprinkled with w^ater 
also yield the black oxide. Unlike C. N. A. de Haldat du Lys, H. Y. Regnault 
found that the oxidation of heated iron by steam does not progress farther than 
ferrosic oxide. J. A. N. Friend and co-workers found that when iron is heated in 
steam to 820° to 950°, it acquires a film of magnetic oxide, and the layers under¬ 
neath contain various proportions of ferrous oxide associated with the magnetic 
oxide in solid soln. If the iron is in thin sheets, the product, with a prolonged 
heating in steam, is all ferrosic oxide. S. Hilpert and J. Beyer observed that the 
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composition of the oxide so obtuincd is variable; thus, if ferric oxide he fe 

700”. in a current of hydrogen, sat. with water vapour Lt 30™ o£ns 
.„d at S00-. 92 p„ cant, o, „,Me. p. p, p^Mall .ad 

hat farou. oxide „ firrt a,„I ,h„ „ continuoue seriee of eolid .ol„. i» 

formed the end-product of the reaction at 1000 ^ to llOO'" is ferrosic 

oxide. G. Chaudron observed tliat below 570“ the reaction is 3Fe+4Ho0^Fe,0. 
-rtHa ; and above 570 , ferrous oxide is first formed ; Fc+HoO^FeO+H, and 
then fermsic oxide : 3 Fe()+H 20 ^H.,+Fe 304 . H. Moissan found that when iron 

The equilibria between ferrosic oxide in the presence of carbon monoxide and 
carbon dioxide, and m the presence of hydrogen and water vapour, have been 
discussed previously m connection with ferrous oxide and with the reactions in the 
blast-furnace ; likewise also the range of stability has been discussed in connection 
with ferric oxides. H. Moissan showed that it reduced iron is heated to 440“ in 
a current of carbon dioxide, ferrosic oxide is produced. J. Donan observed that if 
iron wire be heated to ]2(X)‘" in a current of carbon dioxide, crystals of ferrosic oxide 
exhibiting magnetic polarity are formed ; the presence of moisture facilitates the 
formation of large crystals. P. P. FedoteefE and T. N. Petrenko obtained similar 
results with carbon dioxide as were obtained with steam at 1000 ° to 1100 °. 
G. Chaudron represented the reaction below 570° by 3 Fe+lCK)o^Fe 3044 - 4 C 0 ; 
and above that temp, ferrous oxide is first formed : Fe+C 02 ^Fe 6 +Cb, and this 
product is subsequeiitly oxidized to ferrosic oxide: 3 Feb+C 02 v-Fe 304 -fC 0 . 
The range of stability of the phases FeO, and Fe 304 in the system*: C-O-Fe has 
been previously discussed. G. Lepetit obtained ferrosic oxide by the action of a 
3 : 1 mixture of carbon dioxide and carbon monoxide on iron at 700° and 720° at 
a press, of one to one-third atm. 

Iron can be oxidized to ferrosic oxide by other oxidizing agents. L. N. Vauquelin, 
E. J. Koblmeyer, and C. F, Bucholz prepared ferrosic oxide by heating to a high 
temp, an intimate mixture of pow^dered iron and ferric oxide tightly packed in a 
clos^ crucible. According to J. Percy, the magnetic oxide is formed by boiling 
an excess of iron filings witli WMter and freshly precipitated, undried, hydrated 
ferric oxide. The water is decomposed with the evolution of some hydrogen, and 
the boiling is continued until sufficient ferrous oxide has been formed to convert 
the ferric oxide into the magnetic oxide. W. Spring exposed a mixture of iron 
and ferric hydroxide to a press, of 1000 to 1200 atm. and obtained evidence of the 
formation of ferrosic oxide. W. Bnihns heated a mixture of finely powdered iron 
and amorphous titanic oxide with hydrofluoric acid at 270° to 300° for 24 hrs. 
Numerous plates of ilmenite and octahedra of magnetite w’ere formed. C. Doelter 
obtained the crystals without the fluoride. E. Weinscheiik added iron to an 
ammoniacal soln. of copper oxide, and heated the mixture to 151°, in a scaled tube, 
for 6 hrs. S. Laszczynsky oxidized iron by heating it in a bath of chlorates or 
perchlorates ; and W. B. Greenieaf, C. S. A. Tatlock, and E. Blassett, by heating 
it in a bath of alkali nitrate -W. Vaubel found that ammonium nitrate also converts 


iron into ferrosic oxide —vide mpra^ the production of an oxide coating to protect 
iron /rom rusting. A. Gorgeu prepared magnetite by adding iron to molten iron 
sulphate ; it is said that the sulphate acts catalytically, being alternately reduced to 
sulphite by the iron and oxidized to sulphate by the oxygen of the atmosphere. 
Instead of iron, iron sulphide can be used, and instead of iron sulphate, alkali 
sulphate or sulphide, or sulphur can be used. F. Martin and G. Fuchs obtained 
ferrosic oxide by heating iron with sulphates of the alkaline earths ; and K. A. Hof¬ 
mann and K. Iloschele by heating iron with magnesium chloride in a weakly 
reducing atmosphere. 

The formation 6 f ferrosic oxide in the reaction: 4FeO—Fe+Fe 304 observed 
by G. Chaudron to occur below 570° has been discussed in connection witli ferrous 
oxide. It is also formed by treating ferrous oxide by processes employed for 
VOL. xin. 3 B 
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converting iron into ferrosic oxide. H. V. Result, and C. B. A. Wri^t and 
A. P. Lul obtained ferrosic oxide by the oxidation of hammer-slag, and roll-^fe 
It was also obtained by F. Wohler by heating the hydrate, f e 304 ;H 20 . in a closed 
vessel, and by H. Moissan at a temp, of 300° hi an indifferent gas. T. Sidot observed 
that octahedral crystals of ferrosic oxide are produced when ferric oxide is heated 
for a long time at a high temp., but not sufficient to fuse the oxide, and he ^<foed 
that the product exhibits magnetic polarity if the tube containing tim oxide be 
placed in the earth’s magnetic meridian. According to A. Simon and T. Schmidt, 
in the decomposition of ferric oxide at a constant press, of 10 mm., the isobar for 
the decomposition has a sharp break at 1300°, corresponding with the complete 
conversion of ferric to ferrosic oxide, without the formation of any solid soln., or 
intermediate oxide. The X-radiograms of ferric oxide were of an unknown type ; 
those of ferrosic oxide, of the spinel t 3 ^e ; and those of partially decomposed ferric 
oxide corresponded with a mixture of ferric and ferrosic oxides, and included no 
other lines. G. Rose obtained ferrosic oxide by heating ferric oxide with borax 
in a reducing dame; H. V. Thompson, by heating ferric oxide with an excess of 
sodium chloride for several hours; K. A. Hofmann and K. Hoschele, by heating 
ferric oxide with magnesium chloride in a weak reducing atmosphere ; F. Knapp, 
by heating 40 per cent, of ferric oxide with glass as a flux, and subsequently removing 
the glass by treatment with hydrofluoric acid; and E. Weinschenk, by strongly 
heating a mixture of ferric oxide, ammonium chloride and sulphur—if the temp, be 
not high enough, iron disulphide is produced. According to 0. Miigge, and 
A. A. Read, when ferric oxide is maintained at 1500° in nitrogen, or, according to 
H, Moissan, if it be heated in the electric furnace, in air, it is converted into 


magnetite. 11, Wicht said that the product obtained by fusion varies in composition 
between FeO and Fe 203 . H. Moissan thought that ferrosic oxide represents a 
definite stage in the reduction of ferric oxide or its hydrate at 350° to 400° in 
hydrogen, but, as shown in connection with ferrous oxide, the reduction is a con¬ 
tinuous process, H, Moissan stated that if ferric oxide is heated to dull redness 
in hydrogen, saturated with water vapour at 90°, ferrosic oxide is formed. S. Hilpert 
and J. Beyer recommended heating the ferric oxide at 400° in hydrogen, saturated 
with water vapour at 50°, and so arranged that the gas and vapour passes over a 
heated copper spiral before it passes over the ferric oxide. H. Moissan heated, at 
420°, ferric oxide in carbon monoxide and obtained ferrosic oxide; G. Lepetit 
preferred a 1 : 3-mixture of carbon monoxide and dioxide at 700° to 720° and at 
one to one-third atm. press. R. Schenck, and A. Laurent obtained ferrosic or ferrous 
oxide by a similar process. H. R. Gregory and G. MacDonald used jiroducer gas ; 
and K. Elbe, and S, Lilja, organic residues from distillation procesHes. L. de Launay 
obtained impure ferrosic oxide by heating in a sealed tube, at 250\ a mixture of 
ferric oxide and petroleum. 

J. Durocher prepared ferrosic oxide by heating to redness a mixture of ammonium 
carbonate and ferrous chloride—some hsematite is also formed; H. St. C. Deville 


and H. Caron, by melting iron fluoride and boric acid in a platinum crucible 
suspended above the fluoride, and all contained in a hermetically sealed carbon 
crucible ; H. St. C. Deville, by passing hydrogen chloride over ferrous oxide heated 
at a high temp.; J. L. Gay Lussac, F. Stromeyer, A. Gautier, and E. A. Parnell, 
by passing steam over ferrous chloride at a dull red-heat; and A. Gorgeu, by heating 
molten ferrous chloride to bright redness in an incompletely closed crucible ; J. von 
Liebig and F. Wohler obtained the magnetic oxide as a heavy, black powder by 
fusing in air a mixture of ferrous chloride at a low red-heat with dry sodium 
carbonate and extracting the sodium carbonate with water. C. von Hauer obtained 
ferrosic oxide by heating to redness ammonium ferrous chloride, and also by 
passing a mixture of air and steam over heated ferrous chloride ; E. Stirnemnnn, 
by the action of the vapour of ferric chloride and water on heated china clay, 
or a mixture of silica, sodium aluminate, and calcium carbonate; or, by heating 
in a bomb for 12 hrs., at 570° to 680°, a mixture of ferrous and ferric chlorides 
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and water (5:8:2); and M. Kuhara, by boiling a soln, of ferrous chloride, in the 
absence of air, for many hours along with finely powdered calcspar, siderite, pyrites, 
or iron silicate—if some ferric chloride be also present, some haematite is formed, 
K. Klemm could not verify this. 

J. S. C. Wells found that at 200°, precipitated iron sulphide forms a mixture of 
ferrosic and ferric oxides. H. V. Regnault found that when steam is passed over 
red-hot iron sulphide, ferrosic oxide is formed and A. Gautier showed that the 
reaction in a closed vessel is reversible : 3Fe8+ 4 H 20 ^=^tFe 304 + 3 H 2 S H 2 . Accord¬ 
ing to W. S. Millar, iron sulphides are oxidized to ferrosic oxide when heated in 
sulphur dioxide. According to A. Gorgeu, iron sulphides act energetically on fused 
alkaline sulphates, with evolution of a large quantity of sulphur dioxide, and 
ultimate formation of magnetite and an alkaline sulphate. The alteration in weight 
is due to the loss of the sulphur originally present in the sulphide, and the absorption 
of 1*33 times its weight of oxygen by the iron in the sulphide. The yield is better 
the greater the intermediate formation ol a double alkaline ferrous sulphide, and is 
best of all when a mixture of sodium sulphide and sulphite is used instead of the 
sulphate. F. Kuhlmann obtained ferrosic oxide by heating calcium chloride and 
ferrous sulphate in a closed crucible. 

H. Moissan obtained ferrosic oxide by heating ferrous carbonate slowly in a 
current of nitrogen, or carbon dioxide at dull redness—if heated rapidly some 
ferrous oxide is produced. F. DufEschmid added that the composition of the 
product varies from 3 - 2 FeO.Fe 203 to 3 * 5 Fe 0 .Fe 203 . A. Gautier obtained ferrosic 
oxide by heating siderite to dull redness in a current of steam; and H. Kramer, 
by heating the siderite in a mixture of 2 vols. of carbon dioxide and 1 vol. of 
carbon monoxide. L. H. Twenhofel observed that when ferric oxalate is heated to 
550° in a current of carbon dioxide, ferrosic oxide is formed ; and K. A. Hofmann 
and K. Schurapelt, likewise obtained it by heating ferric formate at 150° in a 
rapid current of moist carbon dioxide. T. Ishiwara observed the formation of 
magnetite in the oxidation of iron carbide, FesC. W. Ipateefi and N. Kondyref! 
obtained crystal’s of ferrosic oxide by the action of hydrogen at 250° and 135 
atm. press, on a soln. of ferrous cyanide—if ferrous formate or acetate is used, 
much ferric oxide is also formed ; W. Ipateeff and A. Kisselefi also obtained 
ferrosic oxide with soln. of potassium ferrocyanide or ferricyanide at 350 ', and 
200 atm. press.; and with ferrous sulphate soln. at 330°, and 200 atm. press.: but 
with soln. of ferrous nitrate, ferrosic and ferric oxide were produced in proportions 
dependent on the temp., press., and time of action. Water gas at 330 atm. press, 
forms magnetite when its acts on a soln. of ferrous acetate at 350° to 360°. 

II. Debray obtained crystals of magnetite by heating to redness a mixture of 
ferric phosphate with 3 to 4 parts of potassium or sodium sulphate. H. Grandeau 
added that a temp, of 1400° to 1500° is necessary for the development of the crystals ; 
if the temp, is too low, a complex alkali ferric phosphate is formed. M. Schliipfer 
obtained magnetite in his experiments on the hydrothermal decomposition of the 
calcium carbonate with iron silicate, and slowly cooling the mass ; and A. Gautier, 
and A. Brun, by heating iron silicates at 750° to 800° in a current of steam. 
F. Fouque and A. Michel-Levy, H. Andesner, F. Angel, K. Bauer, C. Doelter, 
W. Htomerle, G. Medanich, J. Morozewicz, K. Petrasch, H. H. Reiter, J. H. L. Vogt, 
and M. Vuenik obtained magnetite by melting ferruginous silicates—Wdc snjtra. 

R. Phillips found that if a mixture of ferrous sulphate and sodium carbonate 
be treated with sufficient potassium chlorate added all at once, hydrated ferric 
oxide is formed, but if added in small portions at a time, the black ferrosic oxide 
is formed and is not affected by subsequent addition of the chlorate. W. Gregory 
found that when a soln. of ferrous sulphate is divided into two equal parts, and 
one part is oxidized and mixed with the other, and both precipitated from the 
boiling soln. by ammonia, a black, highly magnetic oxide is formed —vide infra, 
liydrated ferrosic oxide. 3. Attfield described a similar process. In (\ F. Wiilffing’s 
process, as described by F. J. R. Carulla, some ammonia is added to a ferrous liquor 
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—say, waste liquor used for pickling iron—and air is blown into the mixture to 
oxidize the lower oxide. More ammonia is added to decompose completely the 
ferrous salt in soln., and the combination of the two oxides is brought about by 
means of heat and steam, or air press. The product is used as a magnetic oxide 
paint for protecting iron from corrosion. According to F. A. Abel and C. L. Bloxam, 
when ammonia is added to a soln. of a ferrous salt, a white precipitate is formed if 
air be excluded; in contact with air, the precipitate becomes bluish-green, dark 
green, and finally black. In this state the precipitate is insoluble in water. If a 
mixture of ferrous and ferric salts be similarly treated, two distinct precipitates 
are formed, namely, the bluish-white ferrous hydroxide, and the brown ferric 
hydroxide. On standing for a short time, or on boiling, a reaction takes place 
between the two hydroxides, and one of the magnetic oxides results. S. Hilpert 
said that it is impossible for the two precipitates in such a mechanical state of 
division to react with one another. For a reaction to take place, one of them must 
be dissolved. Ferric hydroxide is insoluble in water and in soln. of ammonium salts, 
but ferrous hydroxide is easily soluble in an excess of ammonium salt. The com¬ 
bination of the two hydroxides is therefore brought about by the precipitated 
ferrous hydroxide dissolving, and in this state penetrating and diffusing through 
the ferric hydroxide. The combination occurs slowly if there is no great excess 
of the ammonium salt, but with much greater rapidity in the presence of a con¬ 
siderable excess. If the precipitation is made in a cone. soln. of ammonium chloride, 
only ferric hydroxide is precipitated, but this immediately combines with the 
dissolved ferrous hydroxide with such violence and rapidity that the soln. becomes 
quite hot. Hence it is easy to produce the magnetic oxide by adding the mixed 
salt soln. to an excess of aq. ammonia. If the precipitation is carried out without 
excluding air, or with an insufficient excess of ammonia, the product is never 
homogeneous, but consists of ferric hydroxide which has combined with some of 
the ferrous hydroxide, and of ferrous hydroxide which has been partly oxidized, 
and thus rendered insoluble. If the salts in soln. are compounded so as to furnish 
Fe304, the composition of the precipitate will approximate to this formula. If a 
soln. of ammonium chloride, containing ferrous and ferric salts in the proportions 
required for Fe304, be boiled for several hours, the combination is never complete 
and some ferrous hydroxide remains dissolved so that the precipitate contains some 
unchanged ferric hydroxide. It is thus difficult to prepare the definite compound 
Fe0.Fe203 by this method, and much more so with respect to other complexes 
(Fe0)7»(Fe203)„. 0 . Baudisch and L. A. Welo found that nitric oxide is a good 

reagent for oxidizing precipitated ferrous oxide to hydrated ferrosic oxide when the 
gas is bubbled through the freshly prepared pulp. The subject was studied by 

E. Deiss and G. Schikorr. 

The manufacture and use of ferrosic oxide has been described by the Acic^rios de Genne- 
villiers, G. Bredig and co-workers, W. Eminger, P. Fireman, T. Goldschmidt, A, T. Larson 
and C. N. Richardson, J. Laux, A. Lucas, MetaU-Gesellschaft A.-G., E. Muller, E. A. C. Smith, 
and H. Wicht; and the preparation of magnetite electrodes, by P. Askenasy, P. Askenasy 
and J. Neustadt, H. Blackman, Chemische Fabrik Buckau, Chemische Fabrik Griesheim- 
Elektron, Consortium fiir Elektroohemische Industrie, P. P. Fedot6eff and T. N. Petrenko, 

F. A. J. Fitzgerald, J. F. Ginsberg, H. C. Hubbell, S. Laszczynsky, B. Lopsius, W. Seeger, 
and M. do Kay Thompson and T. C. Atchison. 

The physical properties of ferrosic oxide.— Magnetite occurs in iron-black 
crystals, or massive with a laminated, coarse or fine, granular structure. It may also 
occur as an impalpable 2>owder. The mineral is opaque, but thin dendrites in, say, 
mica are nearly transparent, and their colour is pale brown to black. According 
to A. W. Wright ,7 thin films are greyish-brown in transmitted light. According 
to F. E. E. Germann, the black pigment employed by the prehistoric North American 
Indians was magnetite. F. J. R. Carulla found that the mixed oxides, prepared 
by C. F. Wiilffing's process, containing Fe304 associated with Fe203, varied over the 
range black, bluish-black, brownish-black, greenish-black, to green. J. B. L, Rome 
de risle, and R. J. Haiiy showed that magnetite forms octahedral cnrstals 
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belonging to the cubic system ; and H. 8t. C. Deville showed tliat the crystals are 
characteristic of those belonging to the spinel family. Magnetite crystallizes in the 
holohedral cubic system ; but cubic crystals are rare. The habit is more commonly 
octahedral or dodecahedral, with the faces striated parallel to the (110) : (lll)-edge. 
The crystals are sometimes considerably modified. L. Brugnatelli, R. Schcibe, 
G. Kalb, and H. P. Whitlock have described various forms of crystals. The crystals 
are rarely rhombohedral. J. del Pan, and J. Morozewicz said that rhombodo- 
decahedral forms separate from magmas rich in ferrous and ferric oxides. Magmas 
rich in iron may give skeleton forms, grains, and rods. C. Doelter found the number 
of nuclei developed in unit volume in unit time is relatively large, but the velocity of 
crystallization is small. F. Sauerwald and G. Eisner found that the mechanical 
strength of ferrosic oxide increases with the temp, of calcination, and this is attri¬ 
buted to an increase in the adhesive force between the surface of the crystallites. 
Twinning occurs about the (lll)-plane, and, according to A. Cathrein, O. Miigge, 
K. Chudoba, and H. Sjogren, sometimes polysynthetic twinning furnishes laminae 
which produce striations on an octahedral face, and often a pseudo-cleavage. 
The cleavage is not distinct; but, according to A. Griihn, A. Cathrein, 0. Miigge, 
«and J. Striiver, an octahedral parting is often highly developed. According to 
F. Becke, J. Beckenkamp, F. Rinne and H. Mielke, F. F. Osborne, G. Kalb, 0. Miigge, 
and L. Brugnatelli, the corrosion figures developed by hydrochloric, nitric, and 
sulphuric acids and potassium hydrosulphate on an octahedral face are inverted 
triangular pits often having truncated edges; rectangular pits appear on the 
dodecahedral faces; while on a cubic face, quadrilateral elevations are produced 
by dodecahedral planes, or planes nearly coinciding with them. The chief etching 
zone, in which the planes forming the corrosion figures lie, is that of the trigonal 
trisoctahedra, and a secondary zone of the tetragonal trisoctahedra. K. Veit 
studied the gliding planes. 

Observations on the crystals wore also made by E. Artini, F. Becke, J. Beckenkamp, 
J. Blumrich, O. Boeris, A. Broithaupt, W. C. Brogger, S. Brunton, H. Biicking, A. dos 
Cloizeaux, H. Credner, J. D. Dana, H. von Dochen, C. Doelter, G. FI ink, J. H. Gladstone, 
B. Granigg, A. Gorgou, P. Groth, W. Haidingor, B. J. Harrington, C. Hartmann, E. Hatle, 
J. A. Hedvall. F. Hesseiiberg, F. K. van Horn, E. Hussak, L. Jaczewsky, P. von Jere- 
mejeff, M. Jorofejeff, K. Jimbo, G. Kalb, J. F. Kemp, G. A. Kenngott, F. von Kobell, 
N. von Kokscharoff, A. Lacroix and C. Baret, J. Lehmann, C. C. von Leonhard, CL Leon¬ 
hard, A. L<f*vy, L. Liebencr and J. Vorhauscr, A. Michel-L^vy, W. H. Miller, J. Milloseck, 
T. Monticelli and N. Covelli, J. Morozewicz, O. Miigge, P. Niggli, S. Nishikawa, A. JL Nor- 
denskjold, T. Petersen, M. Pictorsky, F. A. C^uenatedt, G. von Bath, C. F. Bammelsborg, 
F. Rinne and H. Mielke, H. Rosenbiisch, CL Roster, A. Sadebeck, F. Sandborger, A. Scacehi, 
B. Scheibo, M. Schlapfor and P. Niggli, A. Schmidt, H. Schneiderhohn, G. M. Schwartz, 
J. B. Scrivenor, G. Seligmann, G. Silberstein, S. T. Singewald, H. Sjogren, F. S. Star- 
rabba, J. Striiver, E. Tacconi, T. Wada, C. H. Warren, E. Wildschrey, CL Woitsrliach, 
T. L. Walker and A. L. P'arsons, H, P. Whitlock, J. F. Williams, F. Zambonini, V. B. von 
Zepharovich, etc. 

According to W. H. Bragg, the X-radiograms correspond with a space-lattice 
of the diamond type— 6 . 39, 8—in which if a represents the longtii of the side of 
a cube containing one molecule, a—4*18 A.; the face diagonal has a lengtli 5*92 A., 
and the cube diagonal, a length 7*25 A. A cube containing eight molecules of 
Fe"(Fe'" 2 ^ 4 ) twice these dimensions. In order to maintain the trigonal 
symmetry, the four oxygen atoms, O, Fig. 511, are arranged at the corners of a 
regular tetrahedron, and the tetrahedron is so oriented that tlie lines drawn from 
the centre to the four corners of the tetrahedron are parallel to the four diagonals 
of the crystal cube. The oxygen tetrahedra take tlie place of the carbon atoms of 
the diamond, and are arranged so that the four perpendiculars from the corners on 
the faces are parallel to the four cube diagonals. The bivalent atoms of iron, •, 
Fig. 511, are placed one at the centre of each oxygen tetrahedron. In order to 
satisfy the conditions of symmetry, the tervalent atoms of iron, O, Fig. 511, are 
arranged so that each of four atoms of iron, D, F, F, G, Fig. 511, is placed on one 
of the four perpendiculars from the tetrahedron on opposite faces, and half-way 
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between two tctrahedra so as to be shared equally by them. Iii the diagram, 
Fig. 511, illustrating the trigonal symmetry, /?//, BJ, BK, and BG are trigonal 
axes; BD=DH^BE--EJ^BF=^FK=-BG=b i A.; and ^£=3-60 A. The struc¬ 
ture w^as depicted another way by 
8. Nishikawa who represented the 
lattice of ferrosic oxide by Fig. 512. 
The eight Fe^-atoms of the eight 
Fe"{Fe'" 204 ) molecules are arranged 
like the carbon atoms in the dia¬ 
mond, A, Fig. 512; two cubes of 
the unit cell are represented by B 
and C, Fig. 512. Four of the cubes, 
B, Fig. 512, contain a Fe"-atom in 
the middle, and each of the four 
cubes, C, Fig. 512, has Fe"'-atoms 
on the diagonals at the corners of 
tetrahedra. The oxygon atoms are 
also situated on the diagonals of the 
small cubes at the corners of tetra¬ 
hedra. Observations on this sub¬ 
ject were made by J. A. Hedvall, 
P. Niggli, H. Groebler and P. Ober- 
liolfer, F. Kerr, H. Forestier, 
G. Frebold and J. Ilesemann, 
A. Simon and T. Schmidt, J. Cates, 
and M L. Huggins—see Fig. 512. 
According to R. W. G. Wyckoff and 
E. D. (Vittenden, the unit cube of magnetite has an edge of 8*37 A.; W. H. Bragg 
g«ive 8*30 A. ; A. A daasscn, 8*40 A.; G. L. Clark and co-workers, a—8*374 A.; 
J. Thcwlis, 8*4 A.; T. Gebhardt, 8*367 A.; and 8. Holgersson, 8*40 to 8*417 A., 
or 8*412 A. for natural and 8*417 A. for artificial magnetite. J. A. Hedvall, 
G. Frebold and J. Hesemann, and 8. Holgersson obtained identical values for 

natural and synthetic ferrosic oxide. According 
to J. Tliewlis, there are two kinds of iron atoms 
in the Fe 304 lattice, namely Fe” and Fe*", and 
one kind of oxygen atom. Each Fe”-atom is in 
the middle of a tetrahedron of oxygen atoms; 
and each Fe'“-atom is in the middle of an octa¬ 
hedron of oxygen' atoms. Each oxygen atom is 
at the corner of three octahedra and one tetra¬ 
hedron of oxygen atoms- ~cf. Fig. 514 in connec¬ 
tion with ferric oxide. According to L. A. Welo 
and 0. Baudisch, J. Thewlis, and R. B. Sosman 
and E. Posnjak, the lattice of ferrosic oxide can 
accommodate oxygen atoms up to Fe 203 with¬ 
out eliange— vide infra. K. T. Compton and 
E. A. Trousdale, A. H. Compton and 0. Rognley, 
8. Holgersson, afid M. de Broglie observed no 
change in the relative intensities or positions of 
the X-ray spectral lines when ferrosic oxide is 
placed in a magnetic field. According to R. W. G. Wyckoff and E. D. Critten¬ 
den, if an excess of ferrous iron is associated with the ferrosic oxide, it 
appears as a separate phase, which disappears when an equivalent amount of 
alumina, silica, or zirconia is added, as promoter for the ferrosic oxide used as a 
catalyst. With alumina, ferrous aluminate is formed and enters into solid soln., 
whilst the composition of the oxide tends towards that of ferrosic oxide. The unit 




Fici. 512.—Spaco-Lattioc of 
Fijrrosic Oxide. 
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cube of magnetite containing potassium aluminate differs but little in size from 
the unit cube of ferrosic oxide, and it is impossible to say whether or not solid soln. 
occurs. Promoters maintain a large surface of iron in catalysis by inhibiting 
sintering of the reduced metal, so that the crystals of the latter grow only very 
slowly. M. L. Huggins discussed the electronic structure; and J. Forrest, the 
magnetic lattice. 

The microstrueture of magnetite was examined by A. Lacroix, P. Ramdohr, 
0. Mligge, C. H. Warren, S. Brunton, S. T. Singewald, G. M. Schwartz, and 
H. Schneiderhohn ; inclusions of ilmenite, etc., by B. Granigg, L. Thiebaut, and 
F. Hussak. 0. Miigge studied the corrosion flgwes of magnetite and other spinels. 
W. Haidinger, A. Scacchi, C. F. Rammelsberg, J. W. Gruner, G. Seligmann, and 
H. Bucking discussed overgrowths or parallel growths of magnetite with hsematite; 
J. W. Gruner, with spinel; J. D. Dana, and A. Lacroix, with mica ; J. F. Williams, 
with hypersthene ; A. Breithaupt, with chlorite; T. Nordstrom, with bronzite ; 
F. J. Pope, F. Becke, A. Cathrein, J. W. Gruner, and M. Kamiyama, with ilmenite ; 
and G. Seligmann, A. Cathrein, and 0. Miigge, with rutile ; and P. von Jeremejeff, 
with perowskite. J. H. L. Vogt regarded the Norwegian titanomagnetite as a 
mixture of magnetite and ilmenite. The miscibility of magnetite with FeTiOs, 
FeTi 204 , in basaltic slags was studied by V. M. Goldschmidt. B. J. Harrington 
considered that the titanium in many titaniferous magnetites can be regarded as 
being present as Ti 203 , or as FeTiOs, in which tervalent iron replaces tervalent 
titanium. E. Hussak considered that the titanium in the titanomagnetites —of 
A. Vendl, J. Szabo, W. G. Miller, A. Knop, T. Nordstrom, A. Cathrein, F. Schaearzik, 
and P. Rozlozsnik and E. Emszt—^is present rather as inclusions, and that titano¬ 
magnetite kein selbstdndiges Mineral ist, R. Ramdohr found that in the slow 
cooling of titanomagnetite, ilmenite separates in plates ; spinel also separates out, 
as Mg 0 .Al 203 , or Fe 0 .Al 203 . The subject was also discussed by M. K. Palmunen. 
L. W. Fisher studied the isomorphism of the mineral with kreittonite, dysluite, 
gahnite, magnesioferrite, and spinel. C. U. Shepard described slender, rhombic 
prisms of magnetite occurring on the cubic octahedra and dodecahedra of magnetite 
of Monroe, New York ; and he called the mineral dimagnetite, since its composition 
is the same as that of magnetite. J. 1). Dana regarded dimagnetite as a 
pseudomorph of magnetite possibly after ilvaite. 

As indicated above, S. Hilpert ^ and co-workers believe that ferrous and ferrosic 
oxides form a series of solid soln., perhaps with limited miscibility, and perhaps 
with the formation of intermediate compounds. The analyses of substances equi¬ 
valent to hammer-slag^— vide sujpra —indicate that various mixtures may be formed. 
Such mixtures were also obtained by A. Matsubara, E. Terres and A. Pongracz, 
R. Riier and M. Nakamoto, L. Wohler and 0. Balz, and others. E. D. Eastman 
found that up to 1100” ferrosic and ferrous oxides do not form a continuous series 
of solid soln. though they do dissolve in one another to a limited extent. Iron can 
dissolve 20 to 25 molar per cent., i.e. 6 to 8 per cent., oxygen, although metallic 
iron is not appreciably soluble in the oxide— vide supra, ferrous oxide. 0. Miigge 
concluded from his study of the reduction products of haematite, and the oxidation 
products of magnetite, that magnetite itself is a solid soln. of ferrosic oxide in cubic 
ferrous oxide. R. W. G. Wyckoff and E. D. Crittenden examined a mixture contain¬ 
ing 75-24 per cent, total iron ; 3-34 per cent, free iron, 40-49 per cent, ferrous iron, 
and 31-41 per cent, ferric iron. This showed under the microscope crystals of ferrosic 
oxide embedded in a fine-grained eutectic mixture of magnetite and ferrous oxide. 
If magnetite can dissolve ferrous oxide, and if the latter can dissolve magnetite, at 
ordinary temp., there should be a shift in the lines of one or other or both of the 
structures. A comparison of the results with those with ferrosic oxide gives no 
evidence of solid soln., at ordinary temp,, of ferrous oxide in ferrosic oxide. 
H. Groebler and P. Oberhoffer, however, obtained the X-radiograms indicated in 
Fig. 507— cf. Fig. 513, ferrous oxide—with mixtures containing the proportions of 
ferrous, and ferrosic oxide indicated. The lines with Nos. 1 to 3 with up to about 
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5 per cent, ferrous oxide have the shift characteristic of solid soln. In No. 4, new 
lines appear along with the lines of the solid soln,, and these are the lines of ferrous 
oxide ; they persist with samples up to No. 9, and they can be recognized in samples 
Nos. 10 to 12 along with the lines of metallic iron. At a reduction temp, of 800°, 
therefore, 6 per cent, of ferrous oxide can form a solid soln. with ferrosic oxide ; with 

higher proportions, the 
ferrous oxide occurs as a 
second solid phase, and 
with about 31*9 per cent. 
Fe 304 , the ferrosic oxide 
lattice disappears, and the 
lines due to that of ferrous 
oxide alone appear. The 
iron dissolved in ferrous 
oxide, Nos. 10 to 12, causes 
no shift of tlie lines, thus 
indicating tlie absence of a 
solid soln. The vanishing 
of the X-ray spectrum of 
magnetite when the com¬ 
position approaches 61 per 
cent, of FeO, and 31*9 per 

Fig. /)13.—Diagrammatic X-ray Spectra of Iron Oxides of magnetite 

Lower than Fe 304 . plained by assuming that 

magnetite begins to take 

on the cubic lattice of ferrous oxide at this dilution, and that the extra oxygen 
atoms are distributed haphazard in the interstices between the otlier iron and 
oxygen atoms. They call the oxygen atoms that fail to take part in the X-ray 
spectrum “vagabond atoms”— der iiherscMssige Saveratofffrei im Gutter vagahundiert. 
R. M. Bozorth, in his examination of the ferrosic oxide })rotective coatings on iron, 
observed no evidence of the formation of solid soln. of ferrous and ferrosic oxide, 
because he found no evidence of a variation in atomic spacing greater than 0*5 per 
cent. Negative evidence in the application of the X-ray method does sometimes 
occur— e.g. it fails to show iron tritacarbide in steel specimens where the Fe 3 C areas 
and crystals are plainly visible under the microscope. A. Simon and T. Sclimidt 
could detect no solid soln. in the conversion of ferric to ferrosic oxide by heat. 

According to H. Moissan,® and M. Berthelot, there are two allotropic forms of 
ferrosic oxide. Ferrosic oxide prepared by heating ferric oxide or metallic iron, 
reduced by hydrogen, in a current of hydrogen sat. with aq. vapour at 90° ; or 
by heating ferrous carbonate to dull redness in a current of carbon dioxide ; or by 
heating reduced iron in a current of carbon dioxide at 440°, is a black, magnetic 
powder of sp. gr. 4*86 ; it is readily attacked by cone, nitric acid ; and when heated, 
becomes incandescent, forming ferric oxide. The other modification of ferrosic 
oxide is produced when ferric oxide, obtained by oxidizing the first modification, is 
heated above 1500°, when oxygen is given off leaving a black magnetic oxide of sp. gr. 
5-00 to 5*09 ; it is almost unattacked by boiling cone, nitric acid, and does not form 
ferric oxide when heated. Indeed, it is one of the most stable oxides of iron. "When 
the low temp, form of ferrosic oxide is heated to whiteness in a current of nitrogen, 
it agglomerates, increases in density, no longer forms ferric oxide when heated in 
air, and is, indeed, identical with the second, inert form of ferrosic oxide. The 
fact that the high temp, form does not give ferric oxide when heated is explained 
by assuming that when the lower temp, form of ferrosic oxide is converted into 
ferric oxide, the heat evolved is less than that evolved when the low temp, form is 
converted into the high temp, form, and therefore the formation of ferric oxide 
from the high temp, form of ferrosic oxide would be an endothermic reaction— 
vide infra, the thermal expansion (P. Chevenard), the sp. ht. (G. S. Parks and 
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K. K. Kelley, R. W. Millar, and A. Piccard and co-workers), electrical conductivity 
(C. C. Bidwell, J. Kdnigsberger, and J. Konigsberger and K. Schilling), the thermo¬ 
electric force (C. C. Bidwell), and magnetic properties (P. Weiss and co-workers, 
J. Konigsberger, G. E. Allan, P. Rinne, J. Huggett and G. Chaudron, and 
P. Chevenard) of this oxide j and also the calorescence of ferric oxide. 
J. A. Hedvall observed no difference in the crystalline structure, for the X-radio- 
grains of the alleged allotropic forms are the same. According to L. A. Welo and 

O. Baudisch, the catalytic activity of different samples of magnetite varies with the 
mode of preparation, those made by precipitation of a mixture of ferrous and ferric 
sulphate being much more active than those made by precipitation of ferrous 
sulphate and subsequent partial oxidation. The activity of active magnetite is 
not destroyed by oxidation, but both activity and magnetic properties are lost on 
heating at 550°. Comparison of the water absorption and X-ray diffraction spectra 
of active and inactive oxides indicates that the crystals of the former are smaller 
than those of the latter. It is thought that both magnetic properties and catalytic 
activity are related to the spatial arrangement of the atoms within the molecule. 
In addition to the change which occurs at the Curie point, C. C. Bidwell reported 
breaks in the curves of electrical conductivity and thermoelectric force between 
G(X)° and 800° ; and H. H. Reiter, a transformation point at 1260°. 

The specific gravity of magnetite, or ferrosoferric oxide, ranges from 4-96 to 
5*40- -average, 5*16. R. Bdttger lo gave 4*960 to 5*094 ; G. A. Kenngott, 4*90 to 
5*20 for compact magnetite, 5-168 to 5-180 for crystalline magnetite, and 5-27 after 
heating for a long time ; H. Kopp gave 5*12 at 0° ; C. F. RammeLsberg, 5*106 to 
5-185 ; H. Arsandaiix, 5-065 ; W. Herapath, 5*300 at 16-5° ; P. F. G. Boullay, 
5-400 to 5-480 ; E. Madelung and R. Fuchs, 5-1718 ; V. Quittner, 5*252 ; S. Hol- 
gersson, 5-194 ; H. Nathorst tabulated the sp. gr. of the Swedish magnetites and 
found that they ranged from 4*24 to 5*11. The presence of impurities in the 
mineral must make the sp. gr. vary. E. Wilson and E. F. Herroun obtained a low 
value—4*10 to 5*06--and E, Madelung and R. Fuchs a high one—5*5471. F. Sauer- 
wald and G. Eisner, and P. Chevenard examined the effect of heat on the sp. gr. ; 
and J. J. Saslawsky the observed and calculated mol. vol. L. Playfair and 
J. P. Joule, 5-453 at 3-9°. H. Moissan gave 4-86 for ferrosic oxide prepared at a 
low temp., and 5*00 to 5-09 for that prepared at a high temp.; and for the artificial 
crystals, A. Gorgeu gave 5*21 to 5*25. W. Biltz studied the mol. vol. The hardness 
of magnetite is 5*5 to 6*5 ; and A. Gorgeu gave for the artificial crystals, 6*0 to 6*5 ; 
J. Donau gave 6*0 for a sample prepared at 1100° to 1200°; and for a sample 
obtained from the sulphide, 6*0 to 6*5. P. Pfaff found that the scratching hardness 
of magnetite on an octahedral face is 22 when the hardness of talc is unity. 

P. J. Holmquist compared the hardness offered in the slitting machine; 

J. L. C. Schroder van der Kolk, the cleavage and hardness; E. Friederich, the 
hardness, at. mol., and valency; G. A. Kenngott, and J. L. C. Schroder van 
der Kolk, the hardness and at. vol.; and A. Reis and L. Zimmermann, and S. Hol- 
gersson, the hardness and the lattice structure. A. Griihn studied the gliding planes 
of the crystals under press, up to 30,000 atm. F. D. Adams tried the effect of 
compression, up to 43,000 lbs. applied in 17 mins., on a crystal of magnetite, and 
found that the mineral broke to pieces, and that the fragments had the form of 
little plates which separated from the crystal parallel to the octahedral faces. 
There were no signs of plastic deformation. P. W. Bridgman gave for the com¬ 
pressibility, jS^O-OgbO or dv/vo—5*397p—2*01p‘^ at 30°, and '5*376p-f 2*01p2 

at 70°, where dv denotes the decrease in vol. with a rise of press, of p kgnns. per sq. 
cm. for values of p below 12,000 kgrms. per sq. cm. L. H. Adams gave ^8=-- 0*0055, 
and dpIdp—O'Oiii ; and E. Madelung and R. Fuchs gave 0*0054 to 0*0057 mega bars 
per sq. cm. when the value for mercury is 3*86 X10“®. F. Sauerwald and G. Eisner 
made some observations on the mechanical strength of samples heated to different 
temp. F. B. Hofmann made some observations on the accumulation of the powder 
at the boundary surface of water and organic liquids. 
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H. Kopp observed that the cubic coefi. of the thermal expansion of magnetite 
is 0*000029 between 17° and 50°; and F. PfafE gave for the mean linear coeff. 
0*00009540. H. Forestier observed a break in the dilation curve between about 
570° and 965°. G. Chaudron and H. Forestier observed that the dilation increases 
continuously up to 570° and then decreases. There is a sudden fall at 695°. With 
artificial magnetite, a contraction was observed; and at 550° the expansion was 
normal. P. Weiss and G. Foex observed an anomaly at 570°; at 0°, a~0-0^S, 
and at 570°, a=0*0424 ; above 570° there is a decrease in the value of a ; and at 
680°, there is a break in the curve attributed to the effects of the Curie transforma¬ 
tion, although P. Chevenard observed that the change in Curie’s constant between 
625° to 765° did not influence the expansion perceptibly. T. Okamura studied 
the subject. H. de Senarmont found that the thermal conductivity of magnetite in 
different directions is the same, and the isothermal lines are circular. J. Krucken- 
berg gave A:=0*003 to 0*006 cal. per cm. per degree per second for the thermal 
conductivity of magnetite. F. E. Naumann gave 0*1641 for the specific heat of 
magnetite ; H. V. Regnault, 0*16023 between 10° and 99°; H. Kopp, 0*153 to 
0*159; R. Ulrich, 0*1687 between 20° and 98°; and A. Abt, 0*16505 to 0*16582 
between 15° and 96°. W. Bertram gave: 


90 - 5 ° 219 " 448 " 580 " 

c . 0-1592 0 1766 0-1982 0*2095 

678 ° 

0*2137 

738" 

0*2176 

783" 

0 2188 

andc-O*1487+O*OOO148(0-2O)-O*O7725(0-2O)2. 

P. N. Beck gave : 


lor J98" 301" 395" 

Sp. ht. . 0-16791 0*17572 0*18509 0*19341 

100 " 

0 20346 

540 " 

0*20788 

580 

0*21235 

for which c-=O*161178+O*O3llll40d (i-OelbSm 
585°, after which : 

There is 

a transition point at 

593 " 020 " 048 ^ 704 " 

Sp. ht. . 0*21336 0*21437 0*21519 0*21735 

720 " 

0*21835 

718 " 

0*21952 

791" 

0*22259 


for which c= 0 * 161699 —0*002969610-1-0*0523718<^2, There are striking peaks in 
the sp. ht. curve at —156° and at 593°. The latter is approached the more gradually 

as the temp, is raised, but falls off precipitately 



after the peak is passed. This type of peak is 
characteristic of ferromagnetic materials as they 
pass their Curie points and become paramagnetic. 
V. Weiss and P. N. Beck showed that as magnetite 
passes from the ferromagnetic to the paramagnetic 
state at the critical temp., heat is rapidly absorbed, 
so that the sp. ht. rises to a maximum, then de- 


Fig. 514.—The Effect of Tem¬ 
perature on the Specific Heat 
of Magnetite. 


creases, and again increases. The mean values of 
the sp. ht., dQjdd, at different temp, are indicated 
in Fig. 514. K. Honda and J. Okubo consider that 


the discontinuity near the Curie point is not an 
effect of magnetic energy, but rather an effect of the heat of the transformation 
of iron from one form to another. 0. C. Ralston added that it is doubtful if the 


peak in the curve. Fig. 514, is a discontinuity in the sp. ht., but the tip of the 
peak rather represents the point on a magnetization-temperature curve, where the 
ferromagnetism is being lost more rapidly before the point is reached where only 
paramagnetism remains. H. A. Lorentz calculated 8c=0*0644 for the differential 
of the sp. ht. on the assumption that the magnetic molecule is JFe 304 . P. Weiss 
and co-workers showed that at the Curie point d/(8c)/d0 will be zero. J. R. Ash¬ 
worth, and A. Dumas discussed the relation between 8c and the Curie point. 
I. Maydell studied the mol. ht. J. R. Ashworth studied the relations between the 
thermal and magnetic constants. 

P. Weiss and co-workers gave for the sp. ht. of artificial magnetite and of the 
natural mineral from Traversella, Piedmont: 



300‘ 


400‘ 
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600® 550® 585® 585® 598-5 593-5 026® 070® 

Natui-al . — ^ - 0-259 0-281 0-299 0-2255 0-226 0-226 0-229 0-232 

Artificial . 0-199 0-222 0-255 0-277 0-295 0-295 0-300 0-221 0-223 0-226 

They also observed a diSerence in the results between 18^" and 175° for samples 
that had and had not-been previously heated to 300°. M. Tigerschiold calculated a 
mol. ht. of 36‘08 at 17°, from A. Matsubara’s observations on gaseous equilibria. 
G. 8. Parks and K. K. Kelley gave for the sp. ht. per gram: 

. 90-0° 96-9° 153-2° 193-5° 107-2° 

('p . 0-0488 0-0550 0-0968 0-1186 0-1205 

°K . 276-3° 278-7° 292-1° 295-0° 

Cp . 0-1513 0-1525 0-1658 0 1670 

and R. W. Millar, for the mol. ht. ; 

°K . 60-5° 87-6° 100-7° 110-4° 114-7° 124-8° 153-7° 206-2° 261-1° 

Cjt . 5-495 10-36 13-67 19-25 36-27 18-95 22-63 28-59 32-68 

The results are plotted, along with those for ferrous oxide, in Fig. 504. W. A. Roth 
and W. Bertram gave for the sp. ht., c, between d° and 20 °, c=^0*1487-f 0 - 03 l 48 (d— 20 ) 
—0 07725 ( 0 — 20)2 ; and for the mol. ht., at 0°: 

100° 200° 300° 400° 500° 000^ 700° 

. 39-59 45-12 49-66 53 20 55-73 57-23 57-74 

J. Lehmann found that when magnetite is heated, and suddenly cooled by cold 
water, irregular cracks appear on the octahedral and dodecahedral faces. F. Sauer- 
wald and G. Eisner studied the sintering of powdered ferrosic oxide. According to 
8 . Hilpert and E. J. Kohlmeyer, purified ferrosic oxide has a melting-point, or 
rather the f.p., 1527° ; and there is a break in the cooling curve between 1250° 
and 1350°. E. J, Kohlmeyer later gave IGOO""; 0. Ruff and 0. Goecke, 1538°; 
B. Garre, 1527° ; J. Kleffner and E. J. Kohlmeyer, 1580° in an atm. of nitrogen; 
J. C. Hostetler and H. S. Roberts, 1590°; and R. B. Sosman, 1580°. P. Curie’s 
value, 1377°, is too low. A. Brun gave 1260° for the m.p. of magnetite from Zermatt; 
and C. Doelter found that the mineral begins to soften at 1195°, and is fluid at 1210 °, 
and that its m.p. is approximately the same as that of orthoclase; C. Schubert 
gave 1080° to 1090°. Observations were also made by H. H. Reiter. The low 
values obtained with the natural mineral are usually attributed to the presence of 
impurities. R. Ruer and M, Nakamoto found that a mixture of ferrous and ferrosic 
oxides (4 : 96) begins to melt slightly over 1550°. 

J. A. Hedvall said that the oxide is stable at a red-heat. R. Ruer and 
M. Nakamoto found that in a current of nitrogen ferrosic oxide begins to 
decompose over 1300°, and that the composition of the oxide heated to 1500° 
is Fe : 0 —1 : 1*32. P. T. Walden found that ferrosic oxide does not show an 
appreciable dissociation pressure at 1350°; but A. Simon and T. Schmidt said 
that it amounts to about 1 mm. at 1350°. H. von Jiiptner calculated for the 
reaction: 2 Fe 304 = 6 Fe 0 -f 02 , log [O 2 ]=log jt)=32254T~i+l*75 logJ^-^; and 
for the reaction: Fe 304 = 3 Fe+ 202 , log [O 2 ]—log^——29628r“-i + l*75 log 
2 - 8 ^ dissociation press., in atm., are : 


000° 

1000° 

1400° 

1800° 

2000° 

2400° 

0-04,8038 

0-0246252 

00i.l850 

0-093783 

OO 728 I 7 

0-0,1889 

OO 41 I 914 

002i2642 

00„1389 

O-O 7 IO 88 

0-0,5792 

OO 32346 


No determinations of the dissociation press, have been made ; but estimates have 
been made by L. Wohler and co-workers, A. Matsubara, K. Hofmann, W. Biltz, 
A. McCance, and F. Wust and P. Riitten. The reduction of magnetite by platinum 
shows that some dissociation of magnetite occurs; and the gain of 3 per cent, 
excess ferrous oxide when ferrosic oxide is heated to 1550° shows that the oxygen 
press, at this temp, is appreciable. This explains a possible difficulty in determining 
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the m.p., since the m.p. will be lowered by the contamination of the ferrosic oxide 
with ferrous oxide. 

H. Dulong, and T. Andrews made some observations on the heat of formation of 
ferrosic oxide. According to M. Berthelot, this amounts to (Fe 0 ,Fe 203 )= 4*4 Cals.; 
but W. G. Mixter found 9-2 Cals, for the thermal value of this reaction. 
H. le Chatelier gave for 3Fe203(calcined)—2Fe304+0—45*18 Cals.; and H. von 
Jtiptner, 52*4 Cals. 0. Ruff and E. Gersten gave { 3 Fe, 202 )=265*2 to 267*1 Cals. ; 
E. D. Eastman and R. M. Evans, 258*0 to 266*98 Cals.; L. Wohler and R. GUnther, 
264*8 Cals.; M. Berthelot, 267*4 to 270*8 Cals.; W. A. Roth and co-workers, 
265*7 Cals.; J. Jermiloff, 274*6 Cals.; A. C. Halferdahl, 267*28 Cals.; W. D. Tread¬ 
well, 247*2 Cals, at 1000“ ; W. G. Mixter, 265*7 Cals.; 0. Doepke, and W'. A. Roth, 
265*4 Cals. ; M. Tigerschiold, 217*0 Cals.; and H. von Jiiptner, 270*8 Cals. 
W. A. Roth and co-workers gave FeO-[-Fe2O3=Fe3O4+7*0 Cals. G. Preuner 
calculated for the heat of oxidation of iron to ferrosic oxide at 960“, 237,740 cals., 
and E. Batir and A. Glassner, 236,240 cals, at 960°, and 267*38 Cals, at 490°. The 
best representative value is 265*7 Cals. E. D. Eastman and R. M. Evans gave for 
the heat of formation (J=-2,643,630+ll*OOT-fO*0112r2-0*00000248T3, from 
the carbon monoxide reduction equilibrium; andQ——256,377—3*76T--0*006594r2 
“f0*00000296r^, from the hydrogen reduction equilibrium. A negative heat of 
formation, of course, means an evolution of heat. H. le Chatelier gave* for the 
(3Fe0,0)3=^76*6 Cals.; 0. Ruff and E. Gersten, 85*8 Cals. ; and H. von Jtiptner, 
73*7 Cals. H. von Jtiptner gave 3 Fe 203 = 2 Fe 3044 0+52*4 Cals., and H. le 
Chatelier, 3FeC03+0=Fe304+300^+0 Cals. W. G. Mixter found the heat of 
formation of fused magnetite to be 265*2 Cals., and ordinary magnetite 265*7 Cals., 
leaving C 5 Cal. for what he called the heat of polymerization, assuming, of course, 
that the error of experiment is zero. U. Hofmann and E. Groll calculated for 
the reaction 3 Fe+ 4 C 02 =Fe 304 + 4 C 0 —5380 cals., when at 


1 atm. 

press. : 

550° 

500° 

450° 

400° 

350° 

300° 

250° 

K . 

0*927 

— 

2*22 

— 

0*25 

— 

22*1 

P<0 . 

0*5048 

— 

0-451 

— 

0-388 


0*310 

Q . 

— 

10,295 

— 

9273 

-- 

8148 

— cals. 

and for Fe 304 + 6 C 0 

=Fe3C+5C02+41,85() cals., 

when [p_ 

II 



550° 

500° 

450^ 

400° 

350° 

300° 

250° 

log K 

-1*13 

— 

-2*82 

— 

-601 

— 

-7*90 

?^co . 

0*415 

— 

0*2()0 


0*130 

.— 

0*040 

Q . 

— 

40,023 

— 

45,097 

-- 

44,000 

— - cals. 


M. Berthelot gave 46*8 cals, for the heat of solution of ferrosic oxide in hydro¬ 
chloric acid. E. D. Eastman calculated the free energy of ferrosic oxide to be: 


coo® 700® 800° 900° 1000° 

Free energy . -198,320 -190,425 -182,550 - 174,735 -100,980 cals. 

Observations on the subject were made by F. Wiist and P. Rlitten, and A. McCance. 
R. Dallwitz-Wegener discussed the subject. G. S. Parks and K. K. Kelley gave 
81*0 for the entropy, 27*10 Cals, for the heat of formation, and —246*8 for the free 
energy at 25° ; whilst R. W. Millar gave 34*69 for the entropy at 25°. A. C. Halfer¬ 
dahl gave —83*1 units for the change of entropy in the formation of magnetite at 25°. 
(>. C. Ralston calculated from the sp. ht. data, values for the change in entropy, 
8/S, which occurs when a mol. of Fe 304 is formed from its elements : 

25° 100° 200° 300° 400° 500° 585° 700° 800° 

bS . -81*5 -78-9 -76-3 -71-7 - 71 1 - 68-1 -05*4 - 63*9 -b3-7 

The calculations of E. D. Eastman and R. M. Evans, and G. N. Lewis and M. Randall 
furnish for the free energy —264,630—IIT log T—0*112r'~2_|_o-00000124T3 
=11*34T, from the carbon monoxide equilibrium ; and from the hydrogen equili¬ 
brium, -256*320-3*76r log T+0*0066J2--0*00000J3+40*56r. 0. C. Ralston 
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gives as the best representative value —269*246—8*1425T log r+(>() 0034 ir 2 
+136*332r. The free energy of magnetite is 


cals. 

. --241,500 

100“ 

-235,415 

200° 

- 227,800 

400° 

-212,980 

585° 

- 199,278 

cals. 

700*^ 

. -19,960 

900° 

-176,995 

1100° 

-162,195 

1300° 

-148,163 



S. Loria 12 found for artificial m'agnetite, with light of wave-length A=^439, 
589*6, and 665*5/xjLc, the indices of refraction respectively 2*46, 2*42, and 2*45; and 
the extinction coefficients respectively 0*69, 0*55, and 0*50; and S. Loria and 
C. Zahrzewsky obtained similar results for natural ferrosic oxide, viz.: 


A . 

. 4390 

4660 

5030 

5330 

5896 

6330 

6655 

7040 

fi . 

. 2-46 

2-43 

242 

2-41 

2-42 

2-44 

2-45 

2-42 

k . 

. 0-69 

0*66 

0*60 

0-57 

0 55 

0-53 

()'50 

0-45 


W. W. Coblentz found the ultra-red reflecting power rises unifonnly from about 
4 per cent, at 1/x to 38 per cent, at 13/i. S. Holgersson calculated 27*55 for the 
molecular refraction with the formula. Observations on the emissivity of 
ferrosic oxide were made by H. le Chatelier and co-workers, B. Monasch, and 
E. Domek. G. K. Burgess and R. G. Waltenberg gave for light of wave-length 
0*65/x, 0*63 when the value for platinum is 0-33 ; they also gave for the molten 
oxide 0-53. G. K. Burgess and P. D. Foote found the monochromatic emissivity, 
at different temp, to be : 


800“ 

900° 

1000 ° 

1100 ° 

1200 ° 

£' . . 0-98 

0-97 

0-95 

093 

0-92 

and the total emissivity, E : 

500° 600° 

700° 

800° 900° 

1000 ^ 

1100 ° 1200° 

K . . 0-85 0-85 

0-87 

0-87 0-87 

0-88 

0-88 0-89 


Surfaces of molten iron and steel quickly acquire a coating of oxide whose outer 
surface is essentially magnetite. The above results furnish a table of corrections* 
for optical and radiation pyrometers sighted on surfaces of iron oxide consisting 
mostly of magnetite. The temp, drops through the layer of oxide, so that the true 
temp, of the metal beneath the oxide layer is higher than it is at the outside 
of the oxide layer. Thus, for observations with optical and radiation pyrometers : 

Observed temp. . 500° 600° 700° 800° 900° 1000° 1100° 1200° 

True j Optical . — 600° 700° 801° 902° 1004° 1106° 1210° 

tomp.tRadiation 530° 630° 735° 835° 940° 1040° 1145° — 

P. D. Foote studied the Kerr effect; there is a maximum in the curve for the Kerr 
effect at which the electromagnetic rotation changes ; and there is probably also 
a minimum. P. Dziewulky made observations on the magneto-optic rotation. 
S. Loria, and H. E. J. G. du Bois studied the effect of magnetic fields of different 
strength ; S. Loria, H. E. J. G. du Bois, and L. R. Ingersoll, the effect of light of 
different wave-lengths; and P. Martin, the effect of temp. J. Kerr observed that a 
suspension of finely powdered ferrosic oxide is doubly refracting in a magnetic field. 
J. L. Glasson studied the X-ray spectrum. C. Doelter observed that magnetite, 
like the spinels generally, is fairly opaque to the X-rays, standing in this respect 
between ((uartz and rock salt. A. Dima found the photoelectric effect with mag¬ 
netite to be very small; and F. Kruger and E. Taege observed that if some hydrogen 
sulphide is present the effect is more marked. C. H. Kunsman found that a fused 
mixture of iron oxide with 1 per cent, of an alkali or alkaline earth oxide, with or 
without alumina, when used as a hot anode, or employed as a coating for platinum 
anode, gave, after partial reduction, steady positive ion currents up to 10“^ amp. 
per sq. cm. in a vacuum of 10”® mm. A. J. Dempster observed no reflection of 
positive ions by crystals of magnetite. E. Rupp and E. Schmid studied the reflec- 
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tion of electrons from films of ferrosic oxide. A. W. Wright obtained by cathodic 
spluttering in vacuo a thin mirror of magnetite which was greyish-brown in trans- 
initted light. E. T. Wherry found magnetite to be a poor radio-detector. 

R. J. Hatiy found that magnetite acquires a negative charge of frictional 
electricity when rubbed with a handkerchief; and H. F. Vieweg studied the subject. 
F. Crook noted that it is attracted by a rubbed stick of shellac. P. Weiss studied 
the electrostatic moment of magnetite. The observations of J. F. L. Hausmann 
and F. C. Henrici, F. von Kobell, G. Cesaro, E. Wartmann, F. Beijerinck, and 
W. Skey showed that the electrical conductivity of ferrosic oxide is less than that 
of copper, E. Weintraub found the conductivity of magnetite to be 0*0116x10^ 
mhos per cm. cube when that of copper is 64x10^ mhos per cm. cube. The con¬ 
ductivity increases with rise of temp. H. Backstrom found that at 40° the electrical 
resistance of rods cut parallel to the cubic and the dodecahedral normals are the 
same. The electrical resistance decreases slowly with a rise of temp. A. Abt 
found that the resistance of a cm. cube of magnetite from Moravitza ranged from 
7*06 to 4900 ohms; the variation is attributed to the variation in the proportion 
of contained quartz as impurity. R. D. Harvey, and H. Lowy studied the subject. 
The effect of variations of temp, were measured by S. P. Thompson, H. Backstrom, 
C. 0. Bidwell, and C. Fery. S. L. Brown gave 562*5 ohms per cm. cube for the sp. 
resistance, /?, of fused magnetite at 20° and for the resistance at 0° between —3° 
and 365°, /?= 562 * 5 ( 1 * 82 — 0 * 05240 — 0 * 0005702 ). c. Doelter found that the electrical 
resistance is 1 *198 ohm at 15°, it is 0*614 ohm at 115° ; and between 500° and 600° 
the results were irregular, J. Konigsberger and K. Schilling measured the electrical 
resistance, jRe ohms, of artificial ferrosic oxide, at different temp.. Fig. 515. The 
results show a break at about 530°, and a minimum at 220°, A number of samples 
broke on passing 530°. For a-ferrosic oxide : 

as® 82® 192® 221® 240® 280® 410* 485® 

R . . 0*00794 0*00582 0*00446 0*00434 0*00435 0 00446 0*00770 0*0112 

and for ^-ferrosic oxide, there is a minimum at 815° : 

550® 605® 000^ 710® 755° 815® 840’ 905® 

R . . 0*0069 0*0068 0*0064 0*0059 0*0056 0 0054 0*0055 0*0060 

S. Veil also noted a discontinuity in the conductivity curve between 500° and 600° 
at the Curie point; C. C. Bidwell attributed the effect at 600° to 800° to a partial 

oxidation of the ferrosic oxide. Observations 
were also made by B. Young, R. von Has- 
slinger, E. Renschler, T. Okamura, and 
J. Konigsberger. E. Wilson and E. F. Her- 
roun found that the resistance of magnetite 
varies with the impressed voltage, the resist¬ 
ance decreasing as the potential difference was 
increased. The effect of heating and sub¬ 
sequently cooling to the ordinary temp., was 
to diminish both the resistance and the temp, 
coeff., whilst the application of magnetic force 
or compressive stress also caused a decrease 
in resistance. A press, of 887 kgrms. per sq. 
cm. decreased the resistance 1*1 to 3*9 per cent. In one case a sample with high 
magnetic retentivity behaved exceptionally, its resistance being scarcely affected 
by variation in the applied potential difference or by alternating changes of temp.; 
furthermore, the application of a magnetic field made relatively little difference in 
the resistance, although this was diminished by compressive stress. C. W. Heaps 
found that for a magnetic field of strength 4000 to 5000 gauss, the ratio dRjR 
attains a maximum. T. W. Case observed no change in the electrical resistance 
on exposure to light. The electrical resistance of compressed powders was 



Fig. 515.—The Effect of Temperature 
on the Electrical Resistance of Mag¬ 
netite. 
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measured by J. Kouigsberger and K. Reichenheim, F. StreiiiU, S. Veil, R. von 
Hasslinger, J. Konigsberger, B. Young, E. Renschler, and C. C. Bidwell. R. von 
Hasslinger inferred that with artificial ferrosic oxide, the conductivity at high 
temp, is electrolytic; but C. Doelter said that the conductivity is electronic, i.e. 
metallic, both at ordinary and at elevated temp. The subject was discussed by 
0. Lehmann, J. Konigsberger and co-workers, R. von Hasslinger, W. Nernsfc, and 

S. Veil. 

Some observations on the thermoelectric force of magnetite were made by 

T. J. Seebeck, and W. G. Hankel. J. Weiss and J. Konigsberger found that the 
thermoelectric force of magnetite against copper is 6xlO~^ volt per degree, so 
that the current flows through the warm junction to the copper. S. L. Brown 
and L. 0. Shuddemagen represented the results for the Fe : Fe 304 couple by 
£’=0*427(0—20) ; and they found the thermoelectric force of the couples of 
magnetite with iron, copper, and cuprous oxide to be: 

Fo Cu CUjO 

r * —.—.I ^ ' I I. ■. I ^ 

Hot junction . 90” 617° 039° 102° 316° 560° 02° 312° 060° 

Voltage . . 0030 0-211 0-300 0-036 0-125 0-225 0-112 0-405 0-770 

C. Fery also measured the thermal e.m.f. of magnetite against iron ; and C. C. Bid- 
well, against platinum—at 200°, the temp, coeff. of the e.m.f. was —0*00005 volt 
per degree ; and in the curve representing the effect of temp., there is a trans¬ 
formation point between 700° and 800°. 

P. Bechtereff found the electromotive force of the cell with molten sodium 
hydroxide Fe3041 Na0H+KMn041 C rises with temp, up to 0*9 volt, and then 
gradually falls as the mixture approaches its b.p. C. A. L. de Bruyn observed that 
the e.m.f. of the cell Fe30410*1V-Fe“S04+Fe***2{S04)3 | iV-KCl,Hg 2 Cl 2 1 Hg is a little 
less than the observed value for platinum. The results are : 


Fe* . 

. 07-5 

48-5 

36 

16 

1 per cent. 

Fe * . 

. 32-5 

51-5 

64 

84 

99 

E 

0-334 

0*366 

0*378 

0*401 

0*480 volt. 


(t. Tammann also made some observations with magnetite containing some 
ha3matite, and found for the cell Fe 804 1 4 iV-Zn 804 1 Zn, 1*20 volt; Fe 304 1 PbCl 2 sat. 
sola. I Pb, 0*60 volt; Fe 304 1 2 W-CUSO 4 1 Cu, 0*14 volt; and Fe 304 | Ag 2 S 04 sat. 
soln.jAg, 0*03 volt. H. Backstrora observed that while the electrical conductivity 
of magnetite is isotropic, different electrode potentials are developed by the contact 
of different faces of a crystal with electrolytes, and consequently different faces 
of the crystal in the electrolyte set up a difference of potential and an electric 
current results. A. von Hansen also found that an octahedral face is negative 
towards a cubic face. Irregular results were obtained using different concen¬ 
trations of hydrochloric or sulphuric acid. W. D. Treadwell found the potential, 
E volt, of ferrous oxide against ferrosic oxide from measurements of the cell 
Fc 0 ,Fe 304 I electrolyte | Oo, to be : 

875° 950° 970° 980° 1000° 1010“ 1020“ 1090° 1100° 

E . . 0p()7 0-898 0-916 0-927 0-897 0-880 0-890 0-850 0-838 

E. Baur and co-workers, working with the cell Fe 0 ,Fe 304 | electrolyte [ Cu 0 ,Cu 20 , 
obtained £'=0*9 volt at 900°. Calculations based on equilibrium data in an atm. 
of hydrogen and steam were made by E. Baur and A. Glassner, G. Chaudron, 
G. Preuner, W. D. Treadwell, and L. Wohler and R. Gunther. R. C. Wells measured 
the electrode potential of magnetite in V-soln. of sulphuric acid, and found 0*91 volt; 
potassium chloride, 0*40 volt; and sodium hydroxide, — 0*22 volt; P. Bechtereff 
found the potential of magnetite against molten sodium hydroxide to be the same 
as that of iron, cobalt, nickel, platinum, gold, silver, copper, and constantan 
between 330° and 650°. This is taken to mean that the observed result is a gas 
potential and not the potential of ferrosic oxide. E. Renschler studied the behaviour 
of ferrosic oxide electrodes and found that as a cathode the oxide behaves similarly 
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to iron, but as anode it is characterized by a louver potential. In the electrolysis 
of ammonium sulphate and sodium chlorate—for the preparation of persulphate 
or perchlorate—the yields with the ferrosic oxide anode are very small, and in this 
respect the behaviour resembles that of platinized platinum ; and in the electrolysis 
of a soln. of ammonium sulphate, the electrode is attacked. In the electrolysis of 
iodide soln., the behaviour is very like that of platinum ; with bromide soln., the 
yield is less than with platinum ; and with chloride soln., without a diaphragm, the 
yield is smaller than with platinum, and falls below 66 per cent. If the electrodes 
are smooth, the yields are higher ; and if rough, the electrode is strongly attacked 
and the current efficiency is reduced. The oxygen over-voltage measured by 
H. C. Howard is in normal sodium chlorate soln. 0*4 to 0*6 volt less than is the case 
with platinum. B. la Croix von Langenheim said that in a 16 per cent. soln. of 
sodium hydroxide, a magnetite cathode is slowly reduced. Observations were 
made by P. P. Fedoteeif, and K. Elbs. 

Magnetite shows the property of ferromagnetism to a marked degree vide 
supra^ iron. A. L. Hblz stated that in a strong magnetic field, the ratio of 
the permanent magnetism of magnetite to that of glass-hard steel is as 1*5 : 1 ; 
and A. Abt gave 1*82 : 1 to 2*21 : 1. Observations were made by C. B. Greiss, 
F. F. Hornstein, and G. A. Kenngott. P. Weiss found the saturation intensity 
of magnetization ranges from 435 to 469 gauss. H. E. J. G. du Bois obtained a 
limit to the intensity of magnetization, 7—350, showing that saturation is com¬ 
plete when the magnetizing force H=l*500. V. Quittner gave7^—482 gauss; 
P. D. Foote, 290 gauss ; S. Loria, 360 gauss. For artificial ferrosic oxide, P. Weiss 
gave 476*5 gauss; S. Loria, 450 gauss; and A. Droz, 455 gauss. A. Droz, and 
P. Weiss obtained different values for the saturation value of the intensity of 
magnetization with crystals sectioned about different axes of symmetry. P. Weiss 
and H. K. Onnes found the saturation intensity at —257*2° to be 90*75 gauss ; 
and at —253°, 95*9 gauss. The subject was investigated by P. Weiss, W. Kopp, 
W. Lenz, and W. H. Keesom. L. A. Welo found that the remanent magnetism 
increases under press,, so that at 1200 atm. and a field-strength of 40 gauss, there 
is a 45 to 50 per cent, increase. H. E. J. G. du Bois also observed .* 
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E. Wilson and E. F. Herroun observed that with a field-strength of 7f—55 gauss, 
the maximum permeability, /x—35 ; the coercive force, T/g—20*7 gauss ; and the 

remanent induction, 71^—1168 gauss ; for compressed 
powder, the permeability, /x, attains a maximum of 
9*16 with 7f—103. C. W. Heaps found the per¬ 
meability of a magnetite crystal ranged between 1*2 
to 1*38 as the field-strength was raised to 5000 gauss. 
Magnetite with a high maximum susceptibility may 
give a smaller remanence than samples with a smaller 
maximum susceptibility. Observations were made 
by A. Abt, E. Becquerel, J. C. Stearns, G. E. Wait, 
L. F. Bley, J. Donau, P. Elias, C. B. Greiss, and 
A. L. Holz. For the hysteresis loops of magnetite, 
by E. B. Sosman and E. Posnjak, vide Fig. 526. 
The relation between the remanence of remanent 
magnetism, B, and the field strength, 77, is illustrated 
by Fig. 516, with that for nickel for comparison. 
C. W. Heaps studied the Barhausen effect; and 
T. D. Yensen, the magnetization of thin films. 
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Fig. 516.—Field-strength—Re¬ 
manence Curve for Magnetite. 


M. C. Bandy supposed that loadstoneiias been formed by lightning striking 
outcrops of magnetite ore. H. Forestier observed that the remanence of natural 



IRON 


753 


and artificial magnetite is increased after heating and cooling. P. Erman, 
M. Faraday, W. M. Mordey, and E. Colardeau made some observations on this 
subject. J. Kunz discussed the magnetic moment of the elementary magnets. 
6. R. Wait studied the permeability of magnetite in alternating fields of high 
frequency ; V. Quittner, the magnetic hysteresis, and A. Perrier, the effect of temp, 
on the hysteresis. The relation between the magnetization and the strength of the 
field was measured by C. Benedicks, G. G. Bring, and H. Nathorst. R. Chevallier 
observed that with artificial ferrosic oxide, the intensity of magnetization, I gauss : 

Field-strength, H . 0 60 120 180 195 gauss 

, j increasing, H .0 3 7*7 12*6 13*8 ,, 

* (decreasing, H . 2-3 6-2 9-9 13-2 13*8 „ 

F. Stutzer and co-workers gave 75*00 xl0“® to 97*35 X10 for the coeff. of 
magnetization of magnetite ; E. Wilson and E. F. Herroun found the susceptibility 
to be 300 X 10~® to 615 x 10~® ; and W. R. Crane, 37 X 10~®. H. Wilde attributed the 
apparent increase in magnetism on raising the temp., to a surface resistance which 
disappears on raising the temp., on increasing the magnetizing force, or on diminishing 
the mass of the substance. The magnetic susceptibility of magnetite is dependent 
on the field-strength, H, and E. Wilson and E. F. Herroun observed that the 
change is greater the larger the susceptibility. E. Holm investigated this subject; 
and W. Sucksmith, and J. W. Fisher studied the gyromagnetic effect obtained 
when the magnetization of magnetite is conducted in a rotary field. M. Faraday, 
P. Erman, and E. Becquerel observed that at a red-heat, the magnetism of magnetite 
is lost, but IS restored again on cooling. F. Rinne showed that the magnetizability 
of magnetite gradually rises with increasing temp, and then suddenly falls ; whilst 
on cooling, the phenomena are reversed. P. Curie found that there is an inversion 
in the magnetic susceptibility of magnetite at about 535° ; E. H. Barton and 
W. Williams said 557° ; F. Rinne, 575° ; H. E. J. G. du Bois, 555° ; J. Huggett 
and G. Cbaudron, 570° ; 8. Veil, 550° ; P. Weiss and P. N. Beck, 580° and 588° ; 
P. Weiss, A. Piccard and A. Garrard, 593*5° ; P. Weiss, A. Piccard and A. Garrard, 
593° ; Chemische Fabrik Griesheim-Elektron, 585° ; P. Weiss and G. Foex, 581° ; 
8. Wologdine, 525° ; G. E. Allan, 550° ; T. Lshiwara 580° for the natural and 510° 
for artificial magnetite ; and H. Takagi, 515° for natural material. R. Forrer 
studied the subject. K. Honda and T. Hone's value, 690°, refers to an artificial 
sample with much ferric oxide ; for natural magnetite they gave 580°. The 
actual temp, is influenced by the magnitude of the induction or of the magnetizing 
force. Attempts have been made to detect discontinuities in other physical 
properties at the Curie point. P. Chevenard observed a break in the thermal 
expansion curve of magnetite at about 570°, and G. Chaudron and H. Forestier, 
a similar one with ferrosic oxide; G. E. Allan observed a thermal effect accom¬ 
panying the magnetic transformation ; and J. Kdnigsberger and K. Schilling found 
a break in the electrical conductivity curve of magnetite near 530°. 8. Veil also 

made observations on this subject; L. F. Bates, J. R. Ashworth, and L. A. Welo 
and O. Baudisch studied the relation between the Curie point and the intensity of 
magnetization ; and G. R. Wait, the permeability in oscillating fields. 

The reciprocal of the magnetic susceptibility, x* when plotted against the 
absolute temp., T, usually gives a straight line, where 6 denotes the 

Curie point, or the temp, of magnetic inversion; C is called the Curie constayit. 
P. Curie found that between 850° and 1360°, the magnetic susceptibility, x^ decreases 
regularly with a rise of temp., T°, so that xXl0®=28,000r“'i.« According to 
P. Weiss and G. Foex, when the results are plotted, the curve consists of a series 
of four straight lines : 

581° to 022° 022° to 080° 680° to 710° 710° to 770° 770° to 900° 900° to 1200° 

Curie point . 681 558 — 433 194 0 

Curie constant . 0-00445 0-00082 — 0-0105 0-0180 0-028 

P. Weiss argued that wherever the line changed direction, a new form of magnetite 
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is responsible for some other physical change. No other investigator has noticed 
changes in other physical properties corresponding with those for the magnetic 
change reported by P. Weiss. P. Curie s curve shows no sharp change in direction. 
The following is a selection from the data : 

-138*’ --21-6'* 19° 215° 616° 627° 656° 918° 1332° 

XX W 22 1 36-8 37-6 37 0 60-2 46 0 31 0 13*8 10-6 

. By the method of treatment, the samples must have been converted into ferric 
oxide before the measurement was made. The critical temp, of inversion is not 
sharply defined. Observations were also made by H. Takagi. L. H. Adams and 
J. W. Green found that pressure has no perceptible influence on the critical temp. 
The passage from the ferromagnetic to the paramagnetic state was formerly thought 
to be accompanied by a sharp discontinuity. The results of P. Weiss and P. N. Beck 
show that the change is not abrupt. Actually, the intensity does not fall to zero, 
but rather to a low, nearly constant value. The susceptibility is reversible; but 
between 920® and 680°, the susceptibility on the cooling curve is rather less than 
on the heating curve. C. H. Li found that the magnetic properties changed 
abruptly at —160°, the temp, at which R. W. Miller observed that the thermal 
capacity suddenly increases to a maximum# 

J. Hugget and G. Chaudron found the transformation point on the temperature- 
magnetization curve of magnetite occurs at 570°, there are anomalies when the 
magnetite is heated in air owing to superficial oxidation. There is the irreversible 
Curie point at 570°. If magnetite be heated in air at 330° it forms an unstable, 
strongly magnetic compound with a composition between Fe 203 and Fe 304 . 
Martite and oligist are unstable at 570° and 675°. K. Renger observed that the 
effect of a magnetic field of H gauss on the transformation temp, d, is 0—563 
and P. Weiss gave 

H. . .0 1438 2903 6094 8144 10,430 11,930 

6 . . . 663° 666° 667-5° 669° 670-4° 671° 672° 

R. Forrer observed that, at —153°, magnetite has a singular change of state which 
manifests itself by a discontinuous variation in magnetization due to an abrupt 
decrease in the coeff. of magnetic hardness. It does not affect the magnetic moment, 
or the law of thermal variation of saturation. T. Okamura studied the pheno¬ 
menon at low temp. W. Sucksmith and H. H. Potter discussed the P. Weiss 
relation between the sp. ht. and the magnetization of magnetite ; and J. R. Ash¬ 
worth, the application of an equation of state —vide iron. K. T. Compton and 
E. A. Trousdale, and A, H. Compton and 0. Rognley showed that no change in 
the structure of single crystals occurs in a strong magnetic field. E. Wedekind, 
and E. Wilson and E. F. Herroun studied this subject; and P. Weiss the residual 
magnetism. Y. Kato and T. Takei made magnets of iron oxide. 

S. Hilpert and J. Beyer prepared mixtures of ferrosic and ferrous oxides, which 
were non-magnetic, by reducing ferric oxide in a stream of hydrogen and steam 
at 400° to 1100°. No crystalline structure was observed in the black masses. The 
higher the proportion of contained ferrous oxide, the more rapid the dissolution in 
acids. The magnetic susceptibility fell to zero with proportions of ferrous oxide 
approximating 74 per cent, of ferrous oxide. It is considered that when all the 
ferrosic oxide is in solid soln. in the ferrous oxide, it loses its ferromagnetism. This 
is in agreement with the failure of the X-radiograms to detect ferrosic oxide in the 
mixture. The bend in the curve with between 20 and 25 per cent., say 21*5 per 
cent., of ferrous oxide probably represents a sat. solid soln. of ferrous in ferrosic 
oxide. The complex 2 Fe 0 .Fe 203 occurs at 23*6 per cent, of ferrous oxide. 
W. Borchers found that the ferrous and cuprous sulphides in copper mattes reduces 
the ferric oxide as far as 2 Fe 0 .Fe 203 . A solid soln. with 74 per cent, of ferrous 
oxide is hence taken to represent a sat. soln. of Fe 304 in FeO at about 1000°. The 
kink in the curve with 61 per cent, of FeO, corresponding with 6 Fe 0 .Fe 203 , may 
have no significance. J. Huggett and G. Chaudron partially reduced ferric oxide 
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ill hydrogen, and homogenized the Kamples by heating them for 30 hrs. at 050°. 
The productR containing ferrous oxide split up with ferrosic oxide and iron near 
300° ; at 575°, a magnetic anomaly occurred owing to the Curie point of magnetite ; 
at about 600°, the decomposition components of the ferrous oxide recombined so 
that another magnetic anomaly occurred. P. Weiss and G. Foex observed a faint 
trace of magnetism in artificial ferrosic oxide up to 678°, but R. B. Sosman attri¬ 
buted this to the presence of a little magnetic ferric oxide produced by the oxidation 
of the magnetite. H. Takagi did not obtain a discontinuity in some samples of 
magnetite when heated between 600° and 900°. H. Sachse studied the magnetiza- 
bility of ferrosic oxide dispersed in alumina, silica, or strontium sulphate. 

Lord Kelvin (W. Thomson) found that crystals belonging to the cubic system 
are magnetically isotropic, but this is not the case with magnetite, for the crystals 
are magnetically anisotropic. According to P. Weiss, the magnetic permeability of 
magnetization varies with the inclination of the magnetizing field to the crystallo¬ 
graphic axis; thus, the results with rods cut parallel to the axes (111), (110), 
and (100), or parallel to the cube, octahedron, and rhombic dodecahedron faces, 
expressed in e.g.s. units, for an external field H, a total magnetism 7, and a 
remanence 71,., are : 


[H 

. 22*9 

43-3 

79-1 

146-2 

239-3 

326-8 

436-0 

(111) \l 

. 172-4 

263-8 

347-0 

399-0 

414-3 

418-2 

422-2 

\b 

49-0 

61-0 

70-5 

76-9 

75-0 

76-6 

76-2 

{H . 

19-7 

38-4 

75-0 

144-5 

238-1 

316-5 

499-6 

nio) / 

. 162-2 

249-3 

323-0 

376-0 

392-1 

403-8 

410-1 

Ib 

40-5 

60-8 

58-6 

63-4 

63-7 

64-6 

65-6 

in 

18-1 

39-8 

78-4 

161-9 

261-7 

342-4 

435-6 

(100) / 

. 174-1 

233-4 

271-3 

307-5 

340-6 

366-2 

387-0 

(B 

61-6 

74-0 

83-6 

89-3 

89-7 

90-6 

89*3 


These results show that magnetite is magnetically anisotropic. The selotropic 
magnetic properties of magnetite show that the theories which regard magneti¬ 
zation as resulting from the orientation of particles of fixed magnetic moment are 
not sufficient to ex])hun the magnetization of crystalline bodies. The subject was 
discussed by V. Quittner, J. Beckenkamp, W. Voigt, J. Kunz, S. Sano, C. 11. Li, 
W. Peddie, F. Wallerant, K. Honda and J. Okubo, G. K. Wait, A. Droz, and 
B. Bavink. J. C. Stearns tried unsuccessfully to detect a change in the intensity 
of the X-ray beam reflected from a crystal of magnetite when under the influence 
of a magnetic field. He concluded that electrons revolving in orbits within the 
atom cannot account for ferromagnetism. 

C. W. Heaps and J. Taylor observed the Barkliausen effect with dark-coloured 
magnetite showing well-developed cleavage planes, but not with specimens showing 
rounded corners, and uneven faces. The subject was discussed by J. Beckenkamp, 
and W. Voigt. Observations were also made by B. Bavink, F. Rinne, A. Droz, 
V. Quittner, E. Wilson and E. F. Herroun, and E. Wilson —vide supra, the formation 
of magnetite in bricks, etc. For the hysteresis loop, see Fig. 291. 

E. Wilson observed that with tensile stresses up to 130 kgnns. per sq. mm. in 
a given field, the susceptibility of magnetite at first increases with stress, decreases, 
and then it exhibits a reversal as in the case of iron. The magnetic force at which 
the percentage increase in permeability has a maximum value is less than the force 
for which the maximum susceptibility occurs. I. Kruckenberg observed no pro¬ 
portionality between the change in length, dl/l, of magnetite and the permeability. 
According to K. Yamada, the coercive force of magnetite is greater than that of 
soft iron; and the intensity of magnetization is about half that of nickel. The 
hysteresis resembles that of iron in weak fields. The energy dissipated during a 
cycle for ff=-f288 is about 54,400 ergs. The change of length in weak fields is 
slow, but goes on increasing at a steady rate, so that the maximum elongation was 
not attained with several hundred gauss. 
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C. W. Heaps found that the magnetostriction of an octahedral crystal of 
magnetite along the three axes, with field-strengths, H, up to 5(^ gauss, gave curves 
which were all similar in form—^first convex towards the H-axis, and then concave, 
tending towards a maximum near 5000 gauss. With a longitudinal field of 6000 
gauss, the diagonal axis expands 30x10“^ per cent., the trigonal axis, 12x10"^ 
per cent.; and the tetragonal axis contracts 4x10-^ per cent. With an equal 
transverse field, the percentage changes are a contraction of the diagonal axis of 
44x10“^ per cent., a contraction of the trigonal axis of 28x10“^ per cent., and an 
expansion of the tetragonal axis of 4xl0~^ per cent, respectively. The effect 
perpendicular to a plane is independent of the direction of the field in that plane. 
No departure from cubic symmetry was established. The magnetostriction curve 
is supposed to be the resultant of two superposed effects, and the Villari reversal 
probably a consequence of the heterogeneous crystal arrangement in the iron. 
F. Gross said that since ferrosic oxide is the only magnetic oxide of iron, it is not 
improbable that the magnetic properties of iron in general are due to the presence 
of the atomic group : 

Fe/ 

A. Krause and J. Tulecki attributed the magnetic properties to the presence 
of the group: 

-Fe<®>Po- 

and represented the constitution (vide y—Fe 203 ): 

Fe 0--Fe—0-Fe 
6 6 00 
Fe —0—Fe—0 —Fe 


Magnetite crystals are sometimes magnetically polarized, and they form strong 
permanent magnets; indeed, the history of magnetism is closely associated with 
the discovery of the lodestone by the ancients. On the other hand, most natural 
magnetite is not polarized ; and the cause is unknown. The natural magnetite 
which possesses polarity like a magnetic needle, or magnet, is called loadstone. 
There are all gradations between ordinary magnetite with little or no polarity, and 
that in which a fragment will pick up large iron nails. W. H. Newhouse and 
W. H. Callahan, and W. H. Newhouse suggested the loadstone is generally formed 
from oxidized magnetite—ferromagnetic ferric oxide—which possesses a higher 
remanence than ordinary magnetite—ferro-ferric oxide. The polarity is further 
supposed to have been induced by a concentration of the earth’s field chiefly at the 
ends of an ore body, but occasionally at points within magnetite ore bodies due to 
irregularities of mineralization or the faulting. J. W. Gruner does not agree with 
this conclusion, and added that no brownish oxidized ore was observed by himself, 
or by P. Ramdohr, or F. F. Osborne. The polar magnetism of magnetite was 
studied by T. L. Walker, and F. Hornstein. W. Sucksmith found the ratio for the 
gyromagnetic effect to be about 0*495 —vide supra^ the magnetism of iron. 

As previously indicated, S. Hilpert assumed that the magnetic qualities of 
magnetite, regarded as ferrous ferrite, Fe 0 .Fe 203 , and of other ferrites are dependent 
on the presence of the acid anhydride, Fe 203 . E. Take assumed that the magnetic 
properties of Heusler’s non-ferrous alloys depend on the spacing and arrangement 
of the atoms; J. Forrest, and R. B. Sosman also assumed that with magnetite, 
- ferfomagnetic ferric oxide, and iron, the magnetic properties are bound up with the 
spacing and arrangement of the iron atoms without regard to the other atoms 
present. The argument is mainly based on the inversion temp, at which the mag¬ 
netism in all these substances is lost. A. H. Compton and 0. Rognley observed that 
magnetization and demagnetization have no effect on the crystal structure of 



IRON 


757 


magnetite. J. R. Ashworth studied the relations between the thermal and magnetic 
constants; and K. Gosh, the relafton between the electrical conductivity and 
magnetism. 

The chemical properties Ol forrosic oxide —The transformation of magnetite 
in nature into haematite, martite, etc., has been discussed by J. Roth,!^ W. L. Uglow 
and F. F. Osborne, K. C. Berz, P. Jeremeief!, A. Lacroix, B. Stalhare and T. Malm- 
berg, J. F. Williams, W. H. Newhouse, W. H. Newhouse and W. H. Callahan, 

L. H. Twenhofe), A. Reuss, and C. R. van Hise. The general characteristic of 

ferrosic oxide prepared at high temp, is its resistance to many chemical agents, 
and accordingly, W. G. Giinther proposed using it in chemical plants for resisting 
chemical reagents. According to J. L. Gay Lussac, magnetite is reduced to metal 
by hydrogen at all temp, above 400°, and generally at the same temp, as water is 
decomposed by iron, a reaction studied by H. V. Regnault, H. Fleissner and 
F. Duftschmid, W. Muller, and G. Gallo. According to F. Glaser, the reduction 
by hydrogen begins at about 305°. P. H. Emmett and J. F. Shultz gave for the 
equilibrium constant, K, of the reaction: Fe804-f-H2~3Fe0-fH20, ojVvL 

=1*18 at 700°, and 2*37 at 800°. For W. BiltiS and H. Muller’s observations on the 
ratios Fe 304 : FeO, and Fc 304 /Fe, vide supra, ferrous oxide. The reversible reaction 
with hydrogen has been previously discussed—and vide infra, ferric oxide. 

M. Tigerschiold stated that above 800°, ferrosic oxide is more readily reduced by 
hydrogen, and below 800°, by carbon monoxide. A. de Hemptinne found that 
ferrosic oxide is reduced in an atm. of dry hydrogen in an electric discharge when 
the oxide is in contact with one of the electrodes. K. Hofmann emphasized the 
importance of surface phenomena in the reduction. The reduction of molten iron 
oxide by hydrogen was studied by J. Reese, M. Boistel, C. Adams, C. Kroger, and 
S. L. Madorsky; and P. H. Emmett and J. F. Shultz studied the system: 
Fe 304 -Hg-Fe-HgO. 

According to H. Moissan, ferrosic oxide prepared below 500° oxidizes to ferric 
oxide when heated to redness in air, but the oxide prepared at a high temp, is not so 
readily changed to ferric oxide. R. Ruer and M. Nakamoto found that ferrosic 
oxide at 1370° is completely converted to ferric oxide, but at 1400°, the ferric oxide 
begins to decompose. E. Greulich said that the upper limit is 1380°. K. Honda 
and T. Sone found that at 1100°, magnetite in air is converted into ferric oxide; 
and the change is completed at 1300°. They added that below 1300°, htematite is 
more stable than magnetite. The peculiar ferromagnetic properties of ferric oxide 
prepared by the oxidation of magnetite have been discussed by R. B. Sosman and 

E. Posnjek —vide infra, ferric oxide. G. Friedel found that if heated in air, 
magnetite can be converted into martite without losing its form. The temp, at 
which oxidation begins depends on the grain-size of the powder, and, as shown by 

F. Glaser, and H. Abraham and R. Planiol, the powder prepared at a low temp, 
may be pyrophoric. 0. Miigge found that both the natural and artificial oxide are 
oxidized when heated for a long time. E. Greulich observed that when magnetite 
is heated in air, oxidation begins at about 400°, but the ferric oxide acts as a pro¬ 
tective skin which retards the progress of the reaction, so that even at 1000°, only 
95*6 per cent, was oxidized in 100 hrs. Above that, the rate of oxidation increases 
more rapidly, so that it is nearly complete in 2 hrs. at 1100°, and in 1 hr. at 1200°. 
Above 1380° no further reaction can occur, and at 1450° the product is no more 
oxidized than the original magnetite. This shows that ferric oxide ))reaks down 
into ferrosic oxide at these elevated temp. At 1500° to 1550°, the product had an 
excess of ferrous oxide, showing that the magnetite decomposes into ferrous oxide. 
W. Eitel discussed the reaction 2Fe804-fJ02^3Fe203. J. W. Gruner observed 
that oxidation begins at 150° on the octahedral faces of the crystals. G. Gilbert 
supposed that magnetite may form ferric oxide by surface oxidation in hot, dry 
climates, but more usually, hydrated ferric oxide is formed. The subject was 
discussed by T. M. Broderick, J. W. Gruner, R. B. Sosman and J. C. Hostetter, 
L. H. Twenhofel, and P. A. Wagner. L. H. Twenhofel found that in the first 
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oxidation of magnetite, the oxygen atoms are irregularly spaced within the 
magnetite lattice. A. Bickel and C. van Eweyk observed that a sample of magnetic 
oxide of iron retained its power to give the benzidine reaction after keeping in con¬ 
ductivity water for 5 months, another sample (ferrosic carbonate) which was 
originally non-magnetic but gave a powerful benzidine reaction, with similar treat¬ 
ment became unable to give the reaction. 

A. Gorgeu found that boiling water does not attack ferrosic oxide, nor was any 
attack observed by steam at a bright red-heat —vide supra^ reactions in the blast¬ 
furnace. R. Muller found that water, sat. with carbon dioxide at 3*5 atm. press., 
dissolved from two samples of magnetite respectively 0-307 per cent, and 2*428 
per cent, of ferrous oxide in 50 days. J. W. Gruner found that in 77 days, peat- 
water dissolved 31 parts of iron per million from powdered magnetite ; and in 182 
days, 41 parts. IT. D. Rankin converted magnetite into a soluble form by heating 
it to redness, and afterwards treating it under press, with alkali-lye. 

H. Moissan found that fluorine does not act on magnetite in the cold, but at a 
dull red-heat, a white fluoride is formed. IT. Davy observed that chlorine reacts 
on magnetite very much more quickly than it does on ferric oxide (q.v) at a red- 
heat ; but W. Kangro and R. FJiigge did not agree. They observed that at 1000°, 
99*4 per cent, of iron was removed as ferric chloride in 270 hrs. L. Mathesius 
found that an aq. soln. of bromine does not act on magnetite ; and H. Moissan said 
that the oxide prepared by the reduction process does not decolorize an aq. soln. 
of iodine provided metallic iron is absent. E. Zalinsky found that an excess of 
hydrofluoric acid, acting for 20 hrs., dissolved magnetite completely; and 
K. F. Stahl added that magnetite is more readily dissolved by hydrofluoric acid 
than it is by any other acid. E. Deussen said that it lequires 5 to 10 hrs. to dissolve 
hammer-slag, and if a longer time be allowed, less iron is dissolved owing to the 
formation of a sparingly-soluble oxyfluoride. The powdered mineral is also com¬ 
pletely soluble in hydrochloric acid, and J. J. Berzelius said that if the mineral be 
in excess, and the acid dilute, ferrous oxide passes into soln., and red ferric oxide 
remains undissolved. According to A. Gorgeu, magnetite is not attacked by the 
dil. acid (1 : 10), but it is slowly attacked by the cone, acid ; when some of the solid 
soln. approximating Fe 304 are treated with hydrochloric acid, some ferrous oxide 
dissolves and ferric oxide remains. J. Liebig and F. Wohler, and V. Neuwirth noted 
that magnetite does dissolve in hydrochloric a(ud ; according to G. Gilbert, it 
dissolves more readily in a hot hydrochloric acid soln. of stannous chloride; and 
A. Damour noted that the presence of potassium iodide accelerates the rate of 
dissolution. According to K. A. Hofmann and K. Ritter, magnetite is not attacked 
by a soln. of calcium hypochlorite. E. Muller discussed the use of magnetite 
electrodes in preparing bleaching liquor by electrolysis. F. Leteur showed that 
magnetite is readily dissolved by heating it with cone, hydrochloric acid, sp. gr. 
1*18, in a closed vessel at 65° to 7Cr. F. Becke studied the etching of magnetite 
with this acid. 

J. J. Berzelius, and If. Rose observed that when the mineral is heated with 
sulphur, sulphur dioxide, and ferrous sulphide are formed. A. Gautier found that 
at a white-heat in a current of hydrogen sulphide, ferrous sulphide, liydrogen, 
sulphur dioxide, and a little sulphur trioxide are formed ; and C. Doelter found 
that when magnetite is heated with an aq. soln. of hydrogen sulphide at 80° to 90°, 
some pyrite is formed. D. Ij. Ilammick observed that there is no appreciable 
reaction with sulphur dioxide at a red-heat. According to H. Lotz, when a plate 
of magnetite is exposed to the action of moist air charged with 1 per cent, of 
sulphur dioxide and 19 per cent, of carbon dioxide, and the plate washed with water, 
the ferrous oxide was most vigorously attacked : 

MgO CuO MnO FeO AI2O3 FC2O3 

Magnetite contained . 2-47 1-64 9-32 24-24 8-47 53-93 per cent. 

Water contained . 0-0728 0-0208 0-0008 0-3395 0-0232 0-0052 

F. Becke studied the etching of magnetite with sulphuric acid. O. Miigge found 
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that a crystal of magnetite is only slightly attacked by fused potassium hydro- 
SUlphate, near its m.p., but at a higher temp., the mineral is vigorously attacked. 

F. Becke studied the etching of the crystals with this salt. 

. U. Sborgi and E. Gagliardo found that bOFOn nitride reacts with ferrosic oxide 
at 750°, forming nitric oxide. J. J. Berzelius noted the formation of nitrogenized 
iron when ferrosic oxide is heated in dry ammonia; and he also observed no change 
occurs when hammer-slag is located with an aq. soln. of ammonium chloride. 
A. T. Larson and A. P. Brooks observed that ferrosic oxide is a good catalyst for 
the synthesis of ammonia; and A. K. Brewer showed that photochemically, the 
catalyst has the same photoelectric threshold as electrolytic iron. F. Emich found 
that nitric oxide converts heated ferrosic oxide to ferric oxide. 

G. Tammann and G. Batz observed that precipitated silica begins to react 
with ferrosic oxide at 800°, and with quartz at 950°. As indicated in connection 
with the allotropism of ferrosic oxide, H. Moissan showed that the high temp, form 
of this oxide is almost insoluble in boiling, cone, nitric acid» while the low temp, 
form is soluble in the cone, acid but not in dil. acid. A. Gorgeu also found that 
the dil. acid (1 : 10) scarcely attacks ferrosic oxide until its temp, has been raised 
nearly to the b.p. The cone, acid attacks the oxide slowly. H. L. Heathcote said 
that ferrosic oxide is more soluble in cone, than in dil. nitric acid, for acid of sp. gr. 
1*4, 1*3, and 1-15 dissolved respectively 0-02332, 0-01752, and 0-00124 grm. of 
ferrosic oxide per 10 c.c. of acid. F. Becke studied the etching of magnetite with 
this acid. A. Gorgeu found that ferrosic oxide is slowly attacked by aqua regia. 

G. Hawley found that only a little magnetite is dissolved by a boiling mixture of 
equal vols. of cone, nitric acid and a 15 per cent. aq. soln. of sodium chlorate. 

According to P. Berthier, when magnetite is heated with carbon it is reduced to 
the metal— inde supra, the reactions in the blast-furnace. G. Tamrnann and 
A. Sworykin discussed the reaction with carbon. H. H. Meyer found that the 
reduction of ferrosic oxide by sugar charcoal begins at 760°; with wood charcoal, 
900°. Ferrous oxide is formed at 860° with sugar charcoal; at 880° to 920°, with 
coke ; at 690°, with wood charcoal, or at 900° if the wood charcoal has been first 
heated to 1000° in nitrogen. The reaction was studied by W. Baukloh and 
R. Durrer. J. Bokmann studied the reaction with iron carbide: Fe 304 -|- 3 Fe 3 C 
^12Fe+2C0-f-C02. 0, Meyer and W. Eilendcr studied the reduction of magnetite 

with methane. C. Hespretz, B. Stiilhane and T. Malmberg, W. Muller, F. Gobel, 

H. Fleissner and F. Duftschmid, and F. Leplay and A. Laurent noted that carbon 
monoxide reduces red-hot ferrosic oxide to the metallic state, and carbon dioxide 
is formed, and conversely that red-hot iron is oxidized to ferrosic oxide by carbon 
dioxide and carbon monoxide is formed. The mean of A. C. Halferdahl’s values 
for the free energy of the reaction Fe 304 -f C0=3Fe0-|-C02 is —265113-1-79,383T, 
and the triple point 4FeO—Fe 304 +Fe is near 572°. The free energy of magnetite 
at 25° is —241,950 cals. A. Laurent observed that a mixture of equal vols. of 
carbon dioxide and monoxide converts red-hot iron into ferrosic oxide. These 
balanced reactions have been previously discussed^— vide supra, ferric oxide. 

E. K. Riedel studied the reduction of the oxide with water-gas. A. Gorgeu found 
that ferrosic oxide at a bright red-heat is not attacked by carbon dioxide. 
0. M. Bouton discussed the reaction with methane. H. Moissan observed that 
ferrosic oxide is not attacked by acctic acid at 8°; and H. C. Bolton found that it 
is not attacked in a short time by boiling cone. soln. of citric acid or tartaric acid ; 
but cone, citric acid shows signs of attacking the oxide during 8 days’ exposure. 

F. W. 0. de Coninek and A. Raynaud found that at a dull red-heat, ferrosic oxide 
reacts with calcium OxalatC to form ferrous oxide, calcium carbonate, and carbon 
dioxide 

L. Kahlenberg and J. W. J. Trautmann studied the reaction with silicon. 
J. Lenarcic found that 1 part of magnetite dissolves in 20 parts by weight of 
molten labradorite at 1220° ; and C. Doelter, that fused magnetite magma at 1200° 
to 1230° did not attack corundum and quartz, but olivine, leucite, and orthoclase 
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were corroded. G. Tammann and G. B’itz said that ferrosic oxide does not react 
with silica until oxygen is given off to form ferrous oxide. J. H. L. Vogt said that 
continuous series of solid soln. are formed with spinel and magnetite with a eutectic 
on the f.p. curve with 3 per cent, of spinel. P. Ramdohr studied the action of 
ferrosic'oxide on ilmenite, FeTiOs. 

J. L. Gay Lussac and L. J. Thenard, and J. J. Berzelius found that magnetite 
is reduced by sodium or potassium at about 300°, and iron is formed. B. Garre 
said that the reaction between ferrosic oxide and magnesium begins at 575°, and 
evolves 710*2 Cals, of heat. R. B. Sosman and J. C. Hostetter found that in contact 
with platinum at 1200°, iron is formed and oxygen is evolved—the iron forms a 
solid soln. with the platinum. P. Curie did not observe any attack on platinum 
by ferrosic oxide at a high temp. C. T. Anderson studied the reduction of ferrosic 
oxide by iron at 1350° to 1550° ; and V. Shuleikin and X. Solovova, the radiation 
of heat in the thermite reaction with aluminium. 

H. Moissan observed that calcium oxide at a high temp, converts ferrosic oxide 
into calcium ferrite ; A. Gorgeu, that ferrosic oxide is oxidized by molten sodium 
sulphate without changing its crystalline form ; and J. W. Gruner, that 4 months’ 
exposure to molar soln. of sodium chloride, sodium carbonate, or magnesium 
sulphate does not change magnetite. For the action on ferrous sulphide, vide 
infra; for the action on manganous sulphide, vide 12. 64, 21. W. 0. Hickok 
studied the action of stannous chloride ; H. von Wartenberg and E. Prophet, 
the action of the oxide on magnesia ; and H. von Wartenberg and H. J. Reusch, 
the action of alumina. 

The solubility relations between ferrous oxide and ferrosic oxide have been 
previously discussed. S. Hilpert and J. Beyer first pointed out the existence 
of solid soln. of the two oxides. P, P. Fedoteeff and T. N. Petrenko assumed that a 
continuous series of solid soln. of the two oxides is formed when iron is oxidized by 
steam between 1000° and 1100°. R. W. G. Wyckoff and E. D. Crittenden observed 
no evidence in the X~radiograms of the formation of solid soln. of ferrous oxide in 
ferrosic oxide at ordinary temp.; the elementary cells of ferrous oxide appear to be 
enlarged a little in the presence of much ferrosic oxide. Under the microscope, 
the crystals of ferrosic oxide appear to be embedded in a eutectic mixture of ferrosic 
and probably ferrous oxide. H. Groebler and co-workers observed that the ferrous 
oxide obtained by reducing ferric oxide in a mixture of equal vols. of carbon 
monoxide and dioxide at 800° contains 39 per cent, of ferrosic oxide and the lattice 
dimensions of the ferrous oxide are not altered. This phenomenon is explained 
in terms of the hypothesis of G. F. Htittig that the extra oxygen exists as vagabond 
atoms in the spaces in the lattice. The diagram. Fig. 517, based on the obser¬ 
vations of E. D. Eastman and R. M. Evans, R. B. Sosman and J. C. Hostetter, 
R. Schenck, G. Chaudron, P. van Groningen, L. Wohler and R. Gunther, 
A. McCance, and A. Matsubara, enables the solubilities of ferrous oxide in ferrosic 
oxide, and of ferrosic oxide in ferrous oxide, to be tabulated. 0. C. Ralston com¬ 
piled the results of these and various other observers. J. Huggett and G. Chaudron 
gave 31 for the percentage proportion of Fe 304 in FeO ; R. Schenck gave for Fe 304 
and FeO, and FeO in Fe 304 , respectively 35 and 0 at 700°; E. D. Eastman and 
R. M. Evans, 32 and 6*35 at 772° ; R. Schenck, 32 and 0-75 at 800° ; and H. Groebler 
and P. Oberhoffer, 39 and 5 at 800° ; A. Matsubara, 38 and-6*35 at 863° ; R. Schenck, 
28 and 19 at 950° ; S. Hilpert and J. Beyer, 26 and 21-5 at 1000° ; A. Matsubara, 
(51) and 15*7 at 1070°, and 26 and 6*35 at 1175°. The agreement is poor. The 
relations between ferrous and ferrosic oxides have been summarized in Figs. 20 
to 31. The curves for the solubilities of ferrous oxide in ferrosic oxide, and 
conversely, should approach one another so that in the molten state the two oxides 
should have unlimited miscibility. The constitutional diagram of C. Benedicks 
and H. Lofquist, Fig. 486, shows the existence of an invariant point where iron and 
ferrous and ferrosic oxides can coexist; below that temp., iron and ferrosic oxide 
are present, and above it, on one side, ferrous oxide and iron are stable, whilst on the 
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other side, ferrous and ferrosic oxides are stable. G. Chaudron, L. Wohler and 
R. Gunther, and E. D. Eastman and R. M. Evans gaV’6'‘570° for the temp, of the 
univariant point; P. van Groningen gave 571° ; and J. B. Ferguson, between 526° 
and 577°. G. Chaudron’s magnetic measurements gave between 550^ and 580°; 
G. Chaudron and H. Forestier’s dilation measurements, 570° ; and M. Tigerscbiold's 
calculations, based on A. Matsubara's observations, gave 534°. 

R. Vogel and E. Martin studied the system: Fe 0 -Fe 304 . L. B. Pfeil'a study 
of the system: Fe 0 -Fe 203 is summarized in Fig. 517. The boundaries of the 
Fe 203 “phaBe have not been determined, and, as shown by R. B. Sosraan and 
J. C. Hostetter, it is probable that dissociation occurs at high temp, to form 
magnetite. The solubility of iron in ferric oxide is represented by the EO, 
Fig. 517 ; F occurs near 72*2 per cent, of iron, and 1590°; 6r, at 72*6 per cent, of 
iron, and 1430° ; and GM and FN indicate a decreasing solubility as far as about 
1000° ; //, at 75 per cent, of iron, and 1430°, represents the maximum solubility 
of oxygen; Z), the eutectic of iron 
iron, and 1370°, is in accord with the 
observations of F. S. Tritton and 

D. Hanson, and the subject was 
studied by R. W. G. Wyckoff and 

E. D. Crittenden, A. McCance, and 
P. Oberhoffer and K. d’Huart; I re¬ 
presents the maximum solubility ot 
iron, in ferrous oxide, and occurs at 
76*9 per cent, of iron; Zi, the solu¬ 
bility curve of iron in ferrous oxide, 
is vertical because no decrease in solu¬ 
bility could be detected between 1370° 
and 575°; HL represents the solubility 
of magnetite in ferrous oxide ; and 
ML, at 575°, represents the transition 
curve for all specimens containing 
the ferrous phase. Specimens cooled 
rapidly from above 575° are very 
slowly attacked by cone, hydrochloric 
acid, and specimens cooled slowly are 
rapidly attacked by 0-1 per cent, 
hydrochloric acid. In both tases the 
ferrous phase is preferentially attacked. 

In agreement with G, Chaudron, A. Matsubara, and E. D. Eastman, the ferrous 
phase, in all cases, is unstable at about 575°, and below that temp, decomposes 
into a cutectoid of iron and ferrosic oxide. P. P. Fedoteeff and T. N. Petrenko 
made observations on solid soln. of ferric and ferrosic oxides. Unlike R. B. Sosman 
and J. C. Hostetter, G. Gilbert does not consider that a solid soln. is formed under 
geological conditions— vide infra, ferric oxide. 

H. Wada found that active magnetic oxide administered to rabbits caused the 
urinary C : N ratio to increase considerably, the administration of tlie inactive 
oxide had only a slightly delayed effect. 

As indicated above in connection with the preparation of ferrosic oxide, if 
white hydrated ferrous oxide be exposed to air, for a short time, or if a mixture of 
soln. of a ferrous and ferric salt be treated with alkali-lye, green hydrated ferrosic 
oxide is formed which, on exposure to air, ultimately passes into rusty brown 
hydrated ferric oxide. A. Ackermann,^® E. Deiss and G. Schikorr, H. Ost, A. Payen, 
and N. J. B. G. Guibourt observed the formation of this hydrate by the action of 
aerated water on iron, when the hydrated ferrosic oxide appears as an intermediate 
stage of rusting. E. Ramann said that it is formed as a black film on iron when the 
metal is dipped in nitric acid or a soln. of some other oxidizing agent— vide supra, 


and lerrous oxide, at 77-28 per cent, of 
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passivity. J. von Liebig and F. Wohler, A. Krause, V. Paissakowitsch, 0. Faust, 
and H. Chandra observed its formation in the oxidation of hydrated ferrous oxide, 
or of a lower oxide than Fe 304 , as indicated in connection with the action of air on 
ferrous hydroxide. M. Roloff, 0. Faust, and V. Paissakowitsch noted its formation 
in the anodic oxidation of iron or ferrous hydroxide, in the presence of alkali-lye, 
or ammonia. According to J. von Liebig and F. Wohler, F. Wohler, H. Abich, 
J. Mercer, F. J. R. Carulla, C.F. Wiilffing, W. Gregory, L. A. Welo and 0. Baudisch, 
and S. Hilpert, if a hydrochloric acid soln. of magnetite, or a mixed soln. of ferrous 
and ferric salts in the molar proportion 1:1, be treated with alkali-lye, and washed, 
a black hydrated ferrosic oxide is formed. The mixed soln. of ferrous and ferric 
salts was obtained by mixing suitable proportions of soln. of the two salts ; by 
mixing a certain proportion of nitric acid to the soln. of a ferrous salt—R. Phillips 
used potassium chlorate as the oxidizing agent, and L. A. Welo and 0. Baudisch, 
potassium nitrate. J. Lefort recommended pouring the soln. of the mixed iron salts 
into an excess of boiling potash-lye. T. C. Estelle observed that ferrosic oxide can 
be hydrated by heating it with soda-lye as in the case of ferric oxide (^.v.). 
R. Bottger, and J. Noel recommended treating a soln. of ferrous sulphate with 
sodium carbonate, washing tlie precipitate once by decantation, and boiling it with 
cone, potash-lye. E. Soubeiran obtained by this process a precipitate which gave 
ofi carbon dioxide when treated with acids. According to E. Deiss and G. Schikorr, 
the brown liquid obtained by mixing ferrous and ferric hydroxide soln., rapidly 
changes to a green colour, and finally turns black with complete precipitation of 
the colloid. The green substance probably results from the combination of one 
molecule of ferrous hydroxide with one of ferric hydroxide, but attempts to isolate 
the compound have been unsuccessful. J. Preuss boiled a mixture of 4 parts of 
powdered iron and 5 parts of ferric oxide in water. Hydrogen is evolved, and 
the mixture becomes dark brown and finally black. The product is washed, 
wrapped in bibulous paper, and dried in hot air. The so-called Eisemnohr, iron- 
black, hydrated cethiops mariialis, or cethiops martialis Lemeryi, was produced as a 
black powder, by L. Lemery, by exposing a mixture of iron filings and an excess 
of water for a long time in air, and frequently stirring the mixture. The light, 
black powder is collected from time to time. G. Cavezzali kept the iron filings 
moist for about 5 days, and obtained the black powder— Voxyde de fer noir —by 
levigation. P. Sabatier and J, B. Senderens obtained the highly magnetic hydrate 
by the action of nitric oxide and moist air on iron ; and H. Bollenbach and E. Luch- 
mann, by boiling a strongly alkaline soln. of potassium ferricyanide and an excess 
of ferrous sulphate. 

The composition of these products is variable, but in some cases approximates 
to hydrated ferrosic oxide, Fe 304 .wH 20 , where n may be 1 to 1*5. According to 
J. Lefort, when the precipitate is dried over calcium oxide and sulphuric acid, it 
approximates Fe 304 .H 20 ; J. von Liebig and F. Wohler gave 3 Fe 304 . 2 H 20 . The 
composition was discussed by L. A. Welo and 0. Baudisch, and the constitution 
by O. Baudisch and P. Mayer, and E. Deiss and G. Schikorr. They represented 
the hydroxide formed by the simultaneous precipitation of a mixed soln. of equi¬ 
molar parts of ferrous and ferrosic hydroxides as a hydrated ferrous hydroferrite : 
Fe( 0 H) 2 +Fe( 0 H) 3 ~H 20 -f-H 0 .Fe. 0 .Fe( 0 H) 2 , and in the presence of another 
molecular proportion of ferric hydroxide : HO.Fe.O.Fo(OH)2+Fe(011)3—II 2 O 

4 -(HO) 2 Fe.O.Fe.O.Fe(OH) 2 . Consequently, hydrated ferrosic oxide is considered 
to be a hydrated ferrous ferrite : 


Fe< 


O-Fe(OH)., 

O-Fe(OH); 


According to F. Wohler, the black hydrate forms, when dried, a brownish-black, 
brittle, strongly magnetic mass. J. Woost, and 0. Faust measured the electrode 
potential of hydrated ferrosic oxide. J. von Liebig and F. Wohler, J. Lefort, 
H. Abich, and N. J. B. G. Guibourt observed that the dry as well as the hydrated 
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ferrosic oxide are equally magnetic; and A. Quartaroli added that the magnetic 
susceptibility of ferrosic oxide is a hundred times greater than that of the hydrated 
ferric oxide. L. A. Welo and 0. Baudisch found that the magnetic permeability 
of the powder of sp. gr. 1*32, lies between 2*6 and 3*4 ; the remanent magnetism 
is about 8 per cent.; and the coercive force 14 gauss. Other preparations gave 
34 per cent, remanent magnetism, and a coercive force of 149 gauss. Hydrated 
ferrosic oxide contains about 7 per cent, of water, which, according to J. Lefort, is 
given off at about 90°--<7/. hydrated ferrous oxide. 

J. von Liebig and F. Wohler observed that hydrated ferrosic oxide is stable in 
air ; whilst J. Lefort found that the moist oxide is slowly oxidized, but the dried 
oxide is stable. 0. Faust, and L. A. Welo and 0. Baudisch found that the hydrated 
oxide is apt to oxidize when it is being washed and dried. S. Hilpert said that it 
can be almost wholly dehydrated in vacuo over cone, sulphuric acid ; and J. Lefort, 
F, Wohler, S. Hilpert, and H. Abich added that when it is heated in the absence 
of air, all the water can be expelled. The precipitated hydrate cannot be dried 
by heat, because it readily oxidizes in air to form ferric oxide. F. Wohler added 
that in the preparation of the hydrate, the iron does not reduce the ferric oxide 
directly, .but the reduction is effected by the nascent hydrogen produced by the 
action of the iron on the water. In the words of F. Wohler, “ the ferric oxide 
does not give up oxygen to the iron, but induces the decomposition of the water 
by its predisposing affinity for ferrous oxide ” ; and he added that zinc is not 
oxidized by boiling it with water and hydrated ferric oxide. The hydrates of 
alumina and chromic oxide do not oxidize the iron. F. Wohler, J. Preuss, and 
J. Lefort observed that hydrated ferrosic oxide forms a yellow soln. when treated 
with hydrochloric acid ; J. Lefort found that it is soluble in hydriodic acid ; and 
in cone, sulphuric acid. S. Hilpert observed that the freshly precipitated hydrate 
is oxidized under water by persulphates. 0. Faust said that the hydrate is not 
soluble in aq. ammonia in the presence of ammonium salts ; E. Ramann, that it is 
readily soluble in dil. nitric acid, and but sparingly soluble in the cone, acid ; and 
J. Lefort, that it is sparingly soluble in phosphoric acid, in arsenic acid, and in 
hydrocyanic acid, and soluble in acetic, oxalic, and tartaric acids. Some salts of 
ferrosic oxide regarded as a base have been reported— vide infra. 

J. Lefort obtained a precipitate 6 FeO.Fe 2 O 3 . 4 H 2 O from a soln. of 6 eq. of 
ferrous sulphate and 1 eq. of ferric sulphate. O. Hauser, and H. Chandra obtained 
a hydrated ferrosic oxide by the action of a hot, cone. soln. of potassium hydroxide 
on ferrosic ammonium carbonate ; when the product is dried at 100 ° its composition 
is 4 Fe 0 .Fe 203 .r)H 20 , or Fe(i 07 . 5 H 20 . It is readily acted on by air, yielding 
hydrated ferric oxide. A. Kaufmann, L. A. Welo and 0. Baudisch, F. Haber, and 
H. Chandra also prepared the hydrated oxide Fe 30 lx. 7 ^H 20 , or 2 FeO. 3 Fe 2 O 3 .wH 2 O, 
by adding 22 grins, of a 20 per cent. soln. of ammonia with 21 grms. of crystalline 
ferrous sulphate dissolved in 200 grms. of water, to the boiling soln. of 2*55 grms. 
of nitric acid, and boiling for 15 mins.— vide supra for the anhydrous oxide. J. Woost 
measured the potentials of tlie precipitated liydrates; and P. Fireman, 
F. J. R. Carulla, C. F. Wiilffing, A. Kaufmann, and F. Haber discussed the 
application of the hydrated oxide as a black pigment. 
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§ 30. Ferric Oxide 

II fait dans un plus grand nombre de substances terreuses encore la fonction do princip© 
colorant. On pourroit dire, du moins par rapport au r^gno inin(^ral, quo quand la nature 
prend le pinceau, e’est tres-souvent le fer oxyd4 qui est sur la palette.—R. J. Hauy. 

In his /Tept Xldcov, written 325 b . c ., Theophrastus referred to haematite, or 
rather aljJLaTLTrjs —from alfxa, blood- a mineral so named bec‘ause it had the 
appearance of having been formed of concreted blood ; although, according to 
A. H. Baumgartner,1 and K. C. Schmieder, it is not certain if Theophrastus really 
referred to that mineral now known as haematite. The ancient Greek also described 
a second kind of haematite— alpLarlrigs iavdrj —which hud a yellowish-wliite 
colour, and which was probably a yellow ochre or limonite known for a long time 
as brown haematite. In the first century, Dioscorides, in his FlepL vXrjg LarpLKrj<; 
(5. 143 , c. 40 ), also mentioned the same mineral; and Plinv, in his Illstoria ndturalis 
(36. 25 , 37 , 38 , c. 77 ), said that hceimtites is a stone of a blood-red colour which, 
when powdered, yields a tint like that of blood or of saffron. Pliny also said that 
schistos and hcematites have a certain affinity. These varieties were discussed by 
A. Nies. Virgil, in his -dEneid (10. 174 ), thus referred to the deposits of the mineral 
on the island of Elba —Ilva . . . insula inexhaustis chalybum generosa metallis. 
(Elba, an island distinguished by inexhaustible iron-mines.) Allusions to hcbmatiteSf 
or BluUtein and schistos, or Qlaskopfe, were described by G. Agricola, J. L. Bausch, 
and A. B. de Boodt. 

J. G. Wallerius 2 described three varieties of this mineral: (i) Minera ferri 
specuhris ; (ii) Hcematites ruber; and (iii) Ochra tritura rubra—Speglande Eisen- 
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glimmer; R. J. Haiiy, described (i) Fer oxyde rouge; and (ii) Fer oligiste; and 
J. B. L. Rome de I’lsle, (i) hematite^ or ierre martiale en stalactites ; and (ii) Mine 
defer grise or fer speculaire. Among the older mineralogists, the term haematite 
included fibrous, stalaciitic, and other solid, massive varieties as well as liinonite 
and turgite— vide ivfra. J. D. Dana gives the following classification of the main 
varieties of hcematite : (i) Specular hcematite — specularite —has a metallic lustre, 
and the crystals are often glossy or shining—hence the term specular iron, or 
Eisenglanz, or oligiste. When the structure is foliated, the mineral is called 
micaceous hcematite, or Eisenglimmer ; and if the micaceous haematite is soft and 
unctuous, it is called Eisenrahm. The term hcematite is also used for some of 
the less hydrated natural ferric oxides. W. L. von Eschwoge, E. Ilussak, 
F. Zirkel, W. Haidinger, and A. Pelikan called the mineral specular schist, or 
itahiryte —or itahirite —from Itabira, Brazil—is a scliist— Eisenglimmer-schiefer — 
containing much specular haematite in grains or scales, or in the micaceous 
form, (ii) Compact columnar hcematite, ot fibrous hcematite, occurs in radiating masses 
with a submetallic or metallic lustre, and coloured brownish-red to iron-black. 
It is also called red hcematite. When it occurs in reniform masses with a smooth 
fracture, it is called kidney ore, bloodstone, Glaskopf, and Eisenniere. (iii) Red 
ochre —the Rotheisenocker of A. G. Werner—is a red, earthy variety. The so-called 
reddle or ruddle, Rdthel or Rothstein, and red chalk, are varieties of red ochre mixed 
with more or less clay, (iv) Clay ironstone— Thonciscnstein - or argillaceous 
hcematite is brownisli-black, reddish-brown or deep red, and hard; with a sub- 
metallic lustre or no lustre. It is mixed with more or less clay or sand. The 
reddish variety with a jasper-like texture is called jasper?/ clay ironstone; and the 
variety occurring in minute, flattened concretions, lenticular iron ore, or fossil ore — 
according to A. F. Foerste, the oolitic ore from the Clinton group, Ohio—has the 
remains of bryozoan corals. According to A. Frenzel, A. Breithaupt called a 
variety of jaspery clay irons^tone jaspohdwatite. 

The mineral is very widely diffused in nature; it was analyzed by C. F. Bucholz,^ 
and J. H. Hassenfratz. At first, the proportion of oxygen was regarded as variable 
— e.g., by A. Breithaupt, R. Kirwan, and A. G. Werner. Analyses were reported 
by A. Schmidt, J. Loczka, A. Koch, J. Konigsberger and 0. Reichenheim, 
A. F. Brainerd, J. Konigsberger, F. von Kobell, G. B. Hogenraad, C. F. Rammels- 
berg, M. Dittrich, R. Rolirer, A. Bergeat, M. F. Heddle, A. J. Moses, F. Zambonini, 
etc. Artificial preparations were analyzed by C. F. Bucholz, J. L. Gay Lussac, 
F. Stromeyer, J. J. Berzelius, T. Thomson, J. W. Dobereiner, J. Samsonowicz, and 
H. St. C. beviile. The results are in agreement with the formula for ferric OXide, 
or iron sesquioxide, Fe 203 . C. F. Rammelsberg, M. Dittrich, R. Rohrer, A. Schmidt, 
J. Loczka, and A. Koch found some crystals free from titanic oxide, but several 
others reported the presence of titanic oxide—J. J. Berzelius, H. Rose, F. von Kobell, 

L. J. Igelstrdm found in some Swedish samples molybdenum, and thallium ; 
W. N. Hartley and H. Ramage observed spectroscopically in various samples, Rb, 
Na, Mn, Cu, Ag, Ca, Pb, Ga, In, Tl, and Ni. 

The formation of ferric oxide from the colloidal or hydrated oxide, etc., has 
been discussed by J. M. van Bemmelen,'* 0. Ruff, H. Wdlhling, H. W. Fischer, 
H. Stremrne, I;. Hugounenq and J. Loiseleur, F. F. Osborne, A. N. Zavaritsky, 

M. Godlewicz, G. W. Stose, E. C*. Harder and T. C. Chamberlin, J. Johnston and 
E. D. Williamson, R. B. Sosmau, and 0. Miigge; and its formation in nature by 
the oxidation of siderite, by H. Wolbling. 

What might be called the accidental formation of ferric oxide has been noticed 
under various conditions in chemical and metallurgical processes. E. Mitscherlich ^ 
observed ferric oxide crystals in the masonry of a pottery oven where salt was 
used for the glazing; J. Knett, in salt-glazed stoneware—vide infra, aventurine 
glazes ; J. J. Noggerath, in some clay of the Wieliczka salt-mine after some timber 
in the vicinity had been burned ; F. Kuhlmann, and A. des Cloizeaux, ferric 
chlorides ; J, F. L. Hausmann, in the masonry of a blast-furnace in the H«srz ; 
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J. B. J. D. Boussingault, in cavities in a furnace at Ria, Pyrenees-Orientales ; 
F. von Hochstetter, A. Arzruni, H. Vater, C. F. Rammelsberg, and K. B. Doss, in 
the masonry of the sulphate-furnaces of soda-works of Hruschau, Silesia, and of 
Schonebeck, Magdeburg ; and A. Krantz, in the remains of a fire in Hamburg. 
J. Knett observed that crystals of ferric oxide are formed in salt glazes ; and 
W. G. Fearnsides, when the vapours from salty coals meet atmospheric air in the 
firebricks, and when damp iron-stone is calcined in the open by salty coal in the 
interior of the heap ; and M. Bellih'c found the crystals on pottery in a salt-glazing 
kiln. A deposit of crystalline hfematite is formed as a sublimate, covering all the 
surfaces fairly thickly, and cementing together the neighbouring iron-stone blocks 
just where the vapours from the interior meet the air. H. E. Merwin and 
J. C. Hostetter observed the formation of haematite crystals in the attempt to 
reduce the amount of iron in glass pots by passing chlorine into the covered pot for 
several hours at 1100° ; where the ctHuent chlorine and ferric chloride vapour meets 
the air, crystals of haunatite are formed. 0. E. Miinroe observed the formation of 
haunatite in the iron pipes alternately carrying hydrogen chlorule and air in 
Deacon's process for chlorine ; W. Muller found hannatite crystals in the residues 
obtained in the reduction of nitrobenzene to aniline. A. Payen found crystals of 
specular ferric oxide in the iron-rust of a building reputed to be 700 to 800 years old. 
The deposit of ferric oxide which a})pears on glass globes and reflectors of gas 
lamps is attributed by H. E. Roscoe and L. T. Thorne, 11. Morton, and A. Guntz 
to the decomposition of traces of iron carbonyl in the gas which was formed from the 
iron used as di"^ulphurizing agent. 

The preparation of ferric oxide. —Ferric oxide is the end-product of the 
oxidation of iron, of its lower oxides or hydroxides, and of many of its salts. In 
some cases the product is well crystallized, and in other cases it appears as an 
amorphous powder, although J. A. lledvall pointed out that the oxide is always 
crystalline even when it a})pears as an impalpable powder. A. Arzruni has compiled 
a bibliography of the modes of preparing artificial crystals of Inematite. As pointed 
out by E, L. Schubartli, the early chemists knew that when iron is roasted in air, 
it forms ferric oxide- vide st^pra. W. Gunth(*r, and D. Tassara described technical 
applications of the proctvss of oxidation ; and R. 0. Snellenberger found that the 
])resence of ferrous or cupric sulphate accelerates the oxidation of iron by air. 
I\ Sabatier and J. ii. S(*nderens ob.served that iron reduced by hydrogen at a 
low tern]),, when heated to 2()()\ burns witli incandescence, forming ferric oxide ; 
L. W. Winkler, R. P. BudnikofT, and W, Muller made analogous observations. Burnt, 
pyrophoric iron was found by J. A. lledvall to yield ferric oxide when it is heated to 
loot)' in air. According to V. P. Fedoteeff and T. N. Petrenko, the end-j)roduct 
of the oxidation of iron in air at 1000' to llOtP is ferric oxide, and ferrous and 
ferrosic oxides are formed as intermediate products. (\ N. A. de Haldat du Lys 
stated that steam acts on iron turnings at a red heat, forming rhombohedral crystals 
of ferric oxide, but H. V. Regnaiilt obtained ferrosic oxide, not ferric oxide, by this 
jirocedure. H. Arctowsky obtained crystals by the action of the vapour of 
ammonium chloride and air on red-hot iron. J. L. Gay Lussjic passed the vapour 
of nitric acid over red-hot iron and obtained ferric oxide ; P. Sabatier and 
J. B. Senderens found that iron, reduced by hydrogen below 4(X)'^, burns vigorously 
in contact with nitrogen peroxide, forming ferric oxide ; and iron reduced at a 
dull red-heat requires heating to 340^ for complete oxidation. F. Einich said that 
finely-di\ided iron heated in a current of nitric oxide forms ferric oxide, but at 
200°, P. Sabatier and J. B. Senderens said that the product approximates to ferrous 
oxide. According to L. llackspill and R. Grandadam, if iron is heated with alkali 
hydroxide, carbonate, nitrate, or suljfliate in vacuo, it is oxidized to ferric oxide. 
S. Meunier found that large, glistening plates of ferric oxide are produced when an 
intimate mixture of potassium dichromate, ferrous carbonate, and iron (148 ; 
58 : 56 grms.) is covered with a layer of cryolite and strongly heated in a crucible. 
L. Ott likewise obtained crystals by cooling a soln. of iron in molten sodium hepta- 
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molybdate. A. C. Becquerel covered an iron plate with a paste of lead chromate, 
then cemented thereon a glass plate so as to prevent the evaporation of water, 
and found that crystals of both ferric and ferrous oxides are formed as well as 
iron chromate and lead oxide. C. Monnett, and R. Lorenz obtained the hydrated 
oxide by using an iron anode in the electrolysis of a soln. of alkali chloride. 

The lower oxides, and the hydrated oxides generally furnish ferric oxide when 
roasted in air. T. W. Richards and G. P. Baxter obtained the oxide of a high 
degree of purity for their at. wt. determinations by roasting the hydrate precipitated 
by ammonia from a solh. of the nitrate. Analogous processes were employed by 
A. F. Benton and P. H. Emmett, A. Simon and T. Schmidt, and C. R. A. Wright 
and A. P. Luff. C. Monnett also oxidized hydrated ferrous oxide. G. Friedel 
obtained ferric oxide pseudomorphous with magnetite by beating magnetite for 
several hours in the oxidizing blowpipe flame. J. Gill, and J. Laux oxidized 
magnetite. W. C. Hansen and L. T. Brownmiller observed that precipitated ferric 
oxide changes to ha?matite at 300"'’. The natural ha 3 matites contain a deficiency of 
oxygen ecp to 0*4 to 5*0 ])or cent, of ferrous oxide. Such a product requires 
licating in air for a long time before it takes up enough oxygen to approach ferric 
oxide in composition. E. Greulich found 1 hour's heating at 1200^’ will suffice, 
but at 1000°, 100 hrs. are necessary. O. Baudisch dissolved iron, derived from 
the carbonyl, in hydrochloric acid, and obtained y-Fe 2 () 3 . 0 H, by autoxidation 
in the presence of pyridine. This on dehydration gave what he called active iron, 
y-FcoO;^. C. M. Loane made the active oxide by the low temp, oxidation of 
j)yrophoric iron. 

A. Frenzel also heated in a covered crucible the hydrated oxide contami¬ 
nated with much ammonium cldoride and obtained rhoinbohedral crystals; and 
E. Millosevich observed the formation of the crystals around furmaroles emitting 
vapours of iron chloride. T. L. Phipson pre})ared crystals similar to those found 
on Vesuvius, by the action of the vapour of ammonium chloride on ferric oxide at 
a high teni}). H. Arctowsky also obtained hiematite crystals de la plus grande 
beautc in a similar way. W. Bnihns obtained red hexagonal })lates by heating in a 
sealed tube a mixture of water, hydrated ferric oxide mixed with a little ammonium 
fluoride ; C. Doelter, and G. Friedel obtained a similar crystal by w^orking without 
the ammonium fluoride at 450° to 5(X)°- at about 280°, powdered ferric oxide is 
formed. P. P. BiidnikofT and K. E. Krause found that all the water is expelled 
from the hydrate at 650°. The preparation of ferric oxide by heating the hydrated 
oxide in various ways was described by H. and W. Pataky, J. Laux, H. F. Saunders, 
A. R. Davis, 0. S. Neil, W. H. (xiles and 11. A. Wilson, R. and C. Steinaii, G. Lunge 
and F. M. Lyte, J. Gill, P. Fireman, and J. F. N. Macay ; and by heating the 
hydroxide with water, by N. M. Culloch, and T. Storer and C. J. A. Taylor. 
R. Willstiitter and co-workers jirepared ferric hydroxide from ferric ammonium 
alum, ammonia, and ammonium sulphate in weakly alkaline soln., and dried it by 
a(‘etono. H. de Senarmont heated hydrated ferric oxide suspended in water or 
in a sat. soln. of sodium or calcium chloride for 48 hrs. at 2(X)'’, or 8 days at 160° 
to 180°, and obtained ferric oxide as a red powder, by working at 3(X)° ; some tabular 
crystals were formed. Similar results w’cre obtained by heating a soln. of ferric 
chloride with sodium or calcium carbonate ; and H. N. Stokes, likewise, by heating 
pyrite or marcasite with alkali-lye. A. Vesterberg obtained ])seudomorphs of 
ferric oxide after ferric sulphate by heating hydrated ferric oxide, prepared as a 
pseudomorph after ferric sulphate. 

J. D. Hedvall prepared ferric* oxide of different colours by roasting ferrous 
sulphide for 4 hrs. at 0(X)° ; pyrohotite for 10 hrs. at 700° ; and marcasite for 
6 hrs. at 700°. Likewise, also, by roasting ferrous sulphate for 0 hrs. at 7(X)°; and 
ammonium ferrous sulphate for 5 hrs. at 700° and then 3 hrs. at 1000°. A. Gorgeu 
obtained ferric oxide crystals by heating ferrous or ferric sul]>hate or a mixture 
of the two in fused sodium sulphate. J. A. Reavell, and O. S. Neill obtained 
the oxide for use as a pigment in this way : and E. Mitscherlich, M. Lachaud and 
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C. Lepierre, and H. 0. Hofman and W. Mostowitsch obtained crystals of htematite 
by roasting ferric sulphate, or ammonium ferrous sulphate. V. Rodt found that 
the hydroxide obtained by oxidizing hydrated ferrous or ferric sulphide is FeO(OH) 
and free sulphur, no FeS 2 is formed. If the product is heated to 210°, the oxide is 
ferromagnetic. A. Matthiessen and S. P. Szczepanowsky mixed purified ferrous 
sulphate and dried sodium sulphate in nearly equal proportions, and introduced it 
gradually into a red-hot platinum crucible. The mass was kept in fusion until the 
evolution of sulphur dioxide ceased. The crucible was then allowed to cool, and 
the fused mass extracted with water. If the temp, be properly regulated, the 
whole of the iron was left as a very fine crystalline oxide. This oxide was thoroughly 
washed by decantation in order to remove every trace of the sodium sulphate. 
C. F. Rammelsberg, and A. Ditte used sodium chloride in place of sodium sulphate. 
Processes involving the production of iron sulphates and the conversion of the 
sulphate ta ferric oxide, so as, in some cases, to recover the sulphur, were described 
by R. Phillips, J. C. Heckman, E. A. Parnell, K. Shibata and T. Kohno, 0. S. Neill, 
J. Leech and J. Neale, T. Terreil, C. V. Bacon, R. Vidal, C. A. Weeks, A. J. Moxham, 
J. McFetridge, M. N. d’Andria, E. F. J. Duclos, and A. Crossley and H. A. Allport. 
F. Wibel found that a soln. of copper and ferric sulphates, heated to 210° for 10 hrs., 
furnished scaly crystals of ferric oxide. 

The various halides of iron furnish ferric oxide when heated in air or oxygen. 
J. L. Gay-Lussac heated molten ferrous chloride in a stream of oxygen and found 
that chlorine was evolved and ferric oxide formed ; with moist air in place of oxygen, 
some hydrogen chloride was also evolved. J. A. Hedvall found that 4 hrs. at 600°, 
or 1 hr, at 1000°, sufficed. A. Gorgeu heated ferrous chloride in a p^lrtially closed 
crucible, and obtained ferric oxide at a dull red-heat and ferrosic oxide at a bright 
red-heat. H. Schulze studied the reaction. A. Duboin prepared red plates of 
ferric oxide from a molten mixture of ferrous chloride, and potassium hydrofluoride 
and fluoride. J. A, Iledvall roasted ammonium ferrous chloride 4 hrs. at 600°, 
and obtained ferric oxide; and E. Stirnemann obtained microscopic, hexagonal 
plates by heating ferric oxychloride, FeOCl, at 450° in a sealed tube. J. L. Gay 
Lussac, and H. Schulze also obtained ferric oxide by heating ferric chloride in a 
current of oxygen; G. F. Hiittig and H. Garside washed out any unchanged 
chloride with alcohol. T. Katsurai and T. Watanabe obtained crystals with the 
structure of haematite by heating a soln. of ferric chloride in an autoclave at 150°. 
J. L. Gay Lussac prepared crystals of ferric oxide resembling the so-called sublimed 
hcemaiite found on the walls of the crater of Vesuvius, by decomposing heated ferric 
chloride by steam ; he assumed that the mineral is formed in nature by the action 
of steam on a mixture of sodium chloride and iron sulphate ; and that silicates in 
the presence of sodium chloride are decomposed by steam. R. Bunsen discussed 
the products; and E. Stirnemann, the process. M. Coppola, E. A. Parnell, 
E. W. Wescott, S. J. Levy and G. W. Gray, D. Tyrer, and P. Tschirwinsky 
also prepared the crystals by J. L. Gay Lussac’s process. H. E. Merwin and 
J. C. Hostetter observed the formation of crystals of haematite in the removal of 
iron from fireclay pots at 1000° to 1100°. H. St. C. Deville found that amorphous 
ferric oxide becomes crystalline if it is heated to redness in a current of hydrogen 
chloride ; this is supposed to explain how crystals of ferric oxide have been formed 
in the cavities of volcanic lava. The habit of the crystals varies with the temp., 
and W. Bruhns obtained rhombohedral prisms of ferric oxide along with some ferrosic 
oxide by working at about 960°. P. Hautefeuille and A. Perrey passed a mixture 
of hydrogen chloride and steam over amorphous ferric oxide and obtained crystals 
resembling haematite. As indicated above, T. L. Phipson, A. Frenzel, G. A. Kenn- 
gott, and H. Arctowsky obtained crystals of the oxide by the action of the vapours 
of ammonium chloride on ferric oxide at a high temp. E. Weinschenk observed 
some ferric oxide crystals are formed in the synthesis of pyrites from a mixture of 
ferric oxide, sulphur, and ammonium chloride. A. Daubr6e also obtained the 
crystals by the action of the vapour of ferric chloride on heated quicklime. J. M. van 



IRON 


779 


Bemmelen and E. A. Klobbie thought that calcium ferrite is more likely to be 
produced. J. Durocher prepared the oxide by heating to redness a mixture of 
ferrous chloride and ammonium carbonate—some ferrosic oxide is formed at the 
same time; and M. Kuhara, by the action of soln. of iron chlorides or sulphates 
on carbonates or silicates at 100°—R. Klemm could not verify this. A. J. Evans, 
and E. Mitscherlich obtained ferric oxide by heating the nitrate ; and A. F. Benton 
and P. H. Emmett recommended 135 hrs. at 525°; whilst J. A. Hedvall said the 
reaction is completed in 4 hrs. at 700°, and in 1^ hrs. at 1000°. T. W. Richards 
and G. P. Baxter said that the product is practically free from gas after being heated 
many hours at 900°. Dark red, finely powdered ferric oxide was obtained by 

F. K. Bell and W. A. Patrick by heating the basic nitrate 2 hrs. at 900°, and 1 hr. 
more at 900° after powdering the product. B. Lambert and J. C. Thomson heated 
the nitrate in iridium in preference to platinum vessels. 

L. Brandt recommended the following process for preparing ferric oxide of a 
high degree of purity, and for use in the standardization of the soln. used in the 
volumetric determination of iron. H. Kinder said that the process does not remove 
phosphorus if it be present in the initial products. 

Iron, as free as possible from ])hospborus and cobalt, is dissolved in hydrochloric acid, 
and after dilution and precipitation with hydrogen sulphide, tho filtrato is evaporated to 
a small vol., oxidized vitli nitric acid, evaporated to dryness with hydrochloric acid, dis¬ 
solved in water, and extracted with ether, wheridiy an ethereal soln. of ferric and ferrous 
chlorides is obtained. The ether is distilled off and tho residue, dissolved in a little dil. 
hydroehloric acid, is completely reduced witli sulphur dioxide witli the addition of a trace 
of iodine, and tho clear ferrous chloride soln. precipitated with an excess of ammonium 
oxalate. Tho ferrous oxalate, after thorough washing, is finally ignited in quartz-glass 
vessels to constant weight. 

G. Schmidt, J. Pelouze and E. Fremy, and F. Duftschmidt produced ferric 
oxide by roasting ferrous carbonate ; and J. A. Hedvall added that 4 hrs. at about 
700°, or 2 hrs. at 10CX)°, may suffice. 0. L. Erdmann and R. F. Marchand, and 
0. Pattcnliauscn obtained finely divided ferric oxide by heating ferrous oxalate 
to redness in air or oxygon ; A. Vogel recommended- 200° ; and H. Moissan, a dull 
red-heat. J. A. Hedvall discussed the effect of time and temp, on the colour of the 
j)Tod\icf~vide ivfra. The process was also examined by T. W. Richards and 

G. P. Baxter, G. Frebold, H. Kinder, and L. Brandt— vide supra. J. M. Ederand 
E. Valent a recommended roasting ammonium ferric oxalate at 1G0° to 170°; 
J. A. Hedvall, ferric acetate for 6 hrs. at 700°, or 2 hrs. at 1000°. V. N. Ipatieff 
and W. Werchowsky precipitated ferric oxide from soln. of ferric acetate at 350° 
by hydrogen at 230 atm. press. ; and at 400°, by hydrogen at 420 atm. press. 
L. Brandt, and A, Terreil obtained ferric oxide by roasting potassium ferrocyanide ; 
V. N. Ipatieff and I. N. Kondyreff, by the action of hydrogen under press, on 
a soln. of ferric thiocyanate; and A. Mittasch and co-workers, by oxidizing iron 
carbonyl. 

G. Rose, C. Doelter, and W. Florence observed that some six-sided plates of 
ferric oxide were formed when ferric oxide is heated with borax in the oxidizing 
flame of a blowpipe, C. von Hauer obtained crystals of haematite by heating a 
mixture of powdered ferric oxide and borax, and washing the product with hydrO' 
chloric acid. F. Fouque and A. Michel-Levy observed that ferric oxide crystals 
are often formed when ferruginous silicates are melted, but J. H. L. Vogt observed 
that crystals of ferric oxide are rarely, if ever, found in ordinary furnace slags. 
According to J. H. L. Vogt, and F. W. Clarke, ferric oxide can separate from 
silicate magmas only wJien ferrous compounds are either absent, or present only 
in subordinate proportions, because ferrous oxide unites with ferric oxide to form 
magnetite. Hence, magnetite is characteristic of rocks rich in ferromagnesian 
minerals, while haematite occurs chiefly in the more siliceous and felspathic granites, 
syenites, trachytes, rhyolites, andesites, and phonolites; and it is also found in 
the crystalline schists ; magnetite, however, is the more common pyrogenic mineral. 
In igneous rocks, as F. W. Clarke has shown, ferrous oxide generally exceeds the 
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ferric oxide—^the proportions being roughly as 1-3: 1*0, and this excess seems to 
determine the more frequent formation of magnetite. Ferric pyrite, and ferrous 
pyrrhotite appear to follow the same rule of association. J. Morozewicz also 
observed that ferric oxide is formed only in silicates with a low proportion of ferrous 
iron, and is produced by melting acidic rather than basic silicates. 

Spangles of what is possibly ferric oxide are frequently developed in pottery 
glazes highly charged with ferric oxide ; and when deliberately produced, the 
products are called aventurine glazes, sunstoneglazes, etc., though aventurine effects 
are produced in glazes and glasses in other ways. In the‘case of glazes highly 
charged with ferric oxide, the firing temp, and rate of cooling are important factors 
in producing the effects. The subject was discussed by H. Mackler, P. Ebell, 
L. Petrik, etc. The formation of ferric oxide in molten silicates was also examined 
by F. Angel, C. Doelter, V. Hammerle, G. Medanich, J. Morozewicz, K. Potrasch, 
H. H. Reiter, and J. H. L. Vogt. F. Kuhlmann crystallized the oxide from molten 
calcium chloride; and F. Parmentier, from molten potassium molybdate. 
H. B. Kosmann described a deposit of strongly magnetic limonite at Harteberg, 
Silesia ; the hydrated ferric oxide contained no ferrous oxide, and he ascribed the 
ferromagnetic property to a “ peculiar molecular grouping.” Ferromagnetic 
haematite occurs as a light chocolate-brown powder in the gossan deposit at the 
Iron Mountain, California, and M. Sarzeau, and J. L. Smith described minerals 
which may have been ferromagnetic ferric oxide, but the evidence is not clear. 
P. A. Wagner observed it near Johannesberg, South Africa, and the deposit was 
described by G. Gilbert. P. A. Wagner proposed to call it maghemite. The term 
oxymagnite was suggested by A. N. Winchell. G. Frebold and J. Hesemann believe 
that the ferromagnetic haematite is formed in nature only under a restricted supply 
of oxygen up to the temp, of 320°, whilst ordinary haematite is produced at a lower 
temp. J. Huggett observed that natural haematite and martites always contained 
some magnetic oxide. 

J. Robbins described the preparation of a ferromagnetic ferric oxide, Fe 203 , 
by the oxidation of magnetite by heating it in air, or by fusing it with potassium 
nitrate. He showed that the product was free from ferrous iron, and that it could 
not in consequence owe its magnetic properties to the presence of ferrosic oxide, 
as is the case with ordinary magnetic hamiatite. The magnetic variety was also 
prepared by F. J. Malaguti by the oxidation with potassium chlorate of ferrous 
hydroxide and other hydrated iron oxide, and subsequent ignition. W. L. Dudley, 

O. Hauser, and A. Frenzel also obtained it by heating hydrated ferric oxide. 
A. Liversidge observed that some specimens of iron rust are ferromagnetic even 
when free from ferrous iron. This product was also obtained by E. F. Herroun 
and E. Wilson. R. Chevallier heated in air, at 350°, commercial, powdered, black 
magnetic oxide containing some free iron. H. Abraham and R. Planiol reduced 
ferric oxide with hydrogen or carbon monoxide at 500°, and obtained magnetite 
which on rapid re-oxidation at high temp, gives red, paramagnetic ferric oxide, 
but on slow oxidation in air at 200° to 250° gives yellowish-brown, strongly magnetic 
ferric oxide. R. B. Sosrnan and E. Posnjak prepared the ferromagnetic oxide by 
oxidizing precipitated ferrosic oxide, and also by dehydrating lepidocrocite, 
Ff 2 f ^3 H 20 , whilst they found that dehydrating goethite, Fe 203 ,H 2 G, gives only 
paramagnetic ferric oxide. J. Huggett obtained analogous results. 

E. Wedekind and W. Albrecht concluded that the hydrated oxides are always 
more magnetic than the corresponding oxides ; that in the range of 22 to 43 per 
cent, of water, the magnetic susceptibility decreases as the water of hydration 
increases ; and that oxyhydrates, like artificial goethite, precipitated in the usual 
manner and heated in an autoclave, at various press., are ferromagnetic- vide 
infra, hydrated ferric oxide. This subject was discussed by E. F. Herroun and 
E.Wilson, G. Ghaudronand A. Girard, G. Gilbert,W. H. Newhouseand W. H. Callahan, 

P. A. Wagner, W. H. Newhouse, and L. H. Twenhofel. L. A. Welo and 0. Baudisch 
obtained the ferromagnetic oxide by precipitating hydrated ferric oxide from a soln. 
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of (^q. proportions of ferrous and ferric sulphates, by means of an excess of a hot, 
cone. soln. of sodium hydroxide. The black precipitate is then washed, dried, 
and oxidized at 220° to 230° in air. 0. Hauser, A. Kaufmann and F. Haber, and 
S. Hilpert prepared the ferromagnetic oxide by oxidizing magnetite, or ferrous 
hydroxide, with soluble, oxidizing agents. R. Chevallier treated cone. soln. of 
ferrous sulphate with an excess of sodium hydroxide, and oxidized the resulting 
ferrous hydroxide by hydrogen dioxide. The precipitated oxide was dried several 
weeks in vacuo. The more cone, the soln. of sodium hydroxide, and the greater 
the excess, the more highly magnetic was the resulting ferric oxide. The optimum 
temp, of precipitation was 45° to 50°; when the precipitation was made at a higher 
temp., the product was less magnetic. R. Chevallier added that these products 
lost tlieir ferromagnetic qualities if heated to 100 ° for an hour, or to 200 ° for a few 
minutes, whereas the ordinary forms of ferromagnetic ferric oxide retain their 
magnetic qualities up to about 600°. 0. C. Ralston considers that R. Chevallier 

produced some sodium ferrite, or ferrate, which contaminated his ferric oxide, and 
that the observed magnetism was due either to these products directly, or to their 
decomposition products. S. Veil obtained ferromagnetic ferric oxide by oxidizing 
ferrous sulphide suspended in water, and afterwards dehydrating the resulting 
hydrated ferric oxide ; C. L. Jackson and J. H. Derby, by roasting ferrous iodide ; 
L. V. Pratis, by heating a mush of ferrous sulphate obtained by the action of iron 
on dil. sulphuric acid ; M. Sarzeau, by boiling a soln. of ferrous hydrocarbonate ; 
F. Frankenburger and co-workers, by the action of water on lithium ferric nitride, 
LisFeN.^ ; F. J. Malaguti, and E. F. Herroun and E. Wilson, by roasting ferrous 
oxalate, citrate, or tartrate, or ferric acetate. 

U. R. Evans ^ obtained films of ferric oxide on strips of iron by anodic oxidation 
in 0 *liV-NaOH ; or by dipping the iron in a soln. of iodine in a 10 per cent. soln. 
of potassium iodide. A. Krause obtained films on glass and porcelain from 
hydrosols peptized by acids. A. Kundt obtained films by cathodic spluttering of 
iron in a tube not completely freed from oxygen. W. N. Hartley obtained films 
in an analogous manner ; F. H. Constable, by heating a layer of a paste made of 
ferrous oxalate or ferric oxide with oleic acid, and subsequently oxidizing the 
film of grey iron ; and H. Zocher and K. Jacobsohn by the slow hydrolysis of 
ferric chloride soln. V. Kohlschiitter and J. L. Tiischer, G. Jauder and A. Winkel, 
and S. S. Kistler prepared an aerosol by vaporizing the metal in an electric arc, 
and carrying the vapour by a current of air, or other gas, into a chamber where 
it is suddenly chilled. A. Mittasch obtained the finely-divided oxide by burning 
iron carbonyl alone or mixed with other combustible or inert gases. J. Y. Johnson 
sprayed the carbonyl mixed with a combustible vapour, say alcohol, into a spray 
of air or oxygen, and ignited the mixture with platinized asbestos. W. E. Gibbs, 
and S. S. Kistler studied the aerosol. 

Ferric oxide is produced as a by-product in the roasting of pyrites to obtain 
sulphur dioxide for the manufacture of sulphuric acid: 4 FeS 2 + 1102 = 2 Fe 203 
+ 8 SO 2 . Ferric oxide is also formed when iron, or ferrosic oxide, or hydrated ferric 
or ferrous oxide is heated for a considerable time in contact with air, and the 
product was once called crocus tnartis adstringens ; while the ferric oxide obtained 
by deflagrating a mixture of iron filings with three times its weight of nitre, and 
removing the soluble alkali by washing with water, was called crocus mortis zwelferi; 
and the ferric oxide obtained by igniting ferrous or ferric sulphate was called 
cohothary and also caput mortuum vitrioli. Yellow or yellowish-red ferric oxide 
was generally called crocus mortis^ a term which appears in the Latin version of 
Gebert: ® “ Mars is filed and calcined until it is well rubified and become an im¬ 
palpable powder which is called crocus mortis.'’ L. Emmery called the black oxide 
of iron ccthiops martis; Basil Valentine, and A. Libavius describe the preparation 
of these red oxides in various ways. J. Zwelfler, in 1652, obtained what he called 
crocus fmrtis by heating iron with nitre and afterwards washing out the soluble 
matters. In the sixteenth century the capiU mortuum vitriohs of the alchemists 



782 


INORGANIC AND THEORETICAL CHEMISTRY 


was also a by-product in the preparation of fuming sulphuric acid (q.v.). Basil 
Valentine called it colcothar or cokhotar. E. 0. von Lippmann discussed the 
origin of the terms. 

According to F, E. E. Germann, the red pigment employed by the prehistoric 
North American Indians was hseraatite. The roasting of ferrous sulphate, obtained 
in the weathering of iron pyrites, furnishes ferric oxide for use as a pigment; and 
the pigment is also obtained from waste acidic liquors in the pickling of iron, etc. 
The ferrous salt is oxidized to the ferric state by nitric acid or bleaching powder, 
and the ferric hydroxide precipitated by lime. Ferric oxide is produced by roasting 
ferrous oxide, carbonate, or other salt of a volatile acid*— e.g. T. L. Phipson, and 
A. Vogel recommended the oxalate. 

The physical properties of ferric oxide. —The colour of the ferric oxide is 
determined by the time and temp, of the roasting of the ferrous salt. J. A. Hedvall 
said that the possible colours range from bright yellow to bluish-black. He said 
that when ferric oxide is heated at 650° to 1000° all the varieties become brown or 
dark violet, and above 1000°, they become black or bluish-black. This statement 
does not cover the facts. A. Salvetat found that the orange-red ferric oxide, or 
rouge orange^ can be obtained only when some zinc or aluminium salt is associated 
with the ferrous sulphate, and the mixture is calcined at a dull red-heat— rouge 
sombre, L. A. Keane, J. H. Yoe, and F. H. Scheetz attributed the yellow colour 
of some pigments and of bricks to the very finely divided ferric oxide being prevented 
by alumina from agglomerating to red ferric oxide. Free alumina, however, is 
rarely present in the brick clays, which burn buff-yellow. According to A. Salvetat, 
a nasturtium-red, or rouge capucine, is produced by calcining the ferrous sulphate 
at the lowest possible temp., dull redness ; a blood-red, or rouge sanguine, is pro¬ 
duced if the temp, be rather higher than dull redness ; flesh-reel, or rouge dc chair, 
is obtained at a still higher temp. ; and by working at progressively higher and 
higher temperatures, the colours pass from carmine-red, or rouge carmine, to red- 
lake or rouge laquex, to pale violet-red, or rouge violatre pale, to violet-red, or rouge 
violatre, which is obtained at a very high temp. Darker tints are produced by 
associating more and more manganese salt with the ferrous sulphate, and calcining 
the mixture at a very high temp. In this way were obtained deep violet-red, or 
rouge violatre fonce ; very deep violet-red, or rouge violatre fres fonce ; and iron- 
grey, or gris defer. Certain manufacturers have specialized in producing particular 
tints, and the products have received special names— e.g. Pannetier’s reds, etc. 
The varying colours of the ferric oxide are, according to L. Wohler and C. Condrea, 
determined by the average grain-size of the particles rather than by variations 
in the mol. structure. Thus, brown and violet samples can be changed to yello\^sh- 
red by alternate grinding and washing; and G. Meir obtained low-temp, tints by 
separating the finest particles from deep reds prepared at a high temp. W. Ostwald 
suggested a similar hypothesis. J. A. Hedvall assumed that there are several 
stable, crystalline modifications of ferric oxide, and that the difference in the 
reflection of light from crystals of different shapes accounts for most of the differences 
in colour. The bright yellow variety consists of thin plates, and the others, of small 
grains or prisms. All varieties give the same X-radiogram, and belong to the same 
crystal, system. The subject was studied by H. Wagner. When the light-yellow 
form darkens at 600°, the leaflets lose their forms and become granular. The 
subject was discussed by J. W. Mellor. 

A range of various shades of red is produced by roasting hydrated iron 
-oxides, e.g. the ochres, to furnish burnt ochre; sienna-earths, to furnish hurnl 
sienna; and umbers, to furnish burrit umber. The colours have also received 
various trade-names— Chinese red, Naples red, terra rosa, Indian red, Venetian 
red, Japanese red, Turkey red, and scores of other terms are indicated in the trade 
catalogues. The so-called sequence of colours, mars yellow, mars orange, mars red, 
mars violet, and mars brown, were obtained in a similar way. Each dealer has 
more or less his own names for the different tints, and these are not necessarily the 
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same as those of another dealer’s. Thus one dealer's caput moriuuyn may be another 
dealer’s colcothar, and vice versa. The Japanese red obtained by roasting gres de 
ThimerSy a ferruginous hydrated silica, is famed for its relatively great permanence 
of tint at a high temp. The dominant colouring oxide in all these cases is ferric 
oxide associated with more or less ferrosic oxide. W. H. Bruckner obtained Turkey- 
red tinted ferric oxide by anodic oxidation in a soln. of sodium sulphate. 

According to R. B. Sosman and J. C. Hostetter, these two oxides form a con¬ 
tinuous series of solid soln. A. Bouchonnet found similar relations between the 
different tints of a given ochre and the roasting temp., as those obtained by cal¬ 
cining ferrous sulphates. The colour of the ochres gradually deepens on heating 
from 100® to 250®, and between 230® and 260® changes sharply from yellow to red. 
The transition temp, depends on the particular ochre employed. Above this temp, 
the colour deepens up to 700® to 800®; and at about 900®, there is a marked 
contraction. Between 1000® and 1100®, the colour usually changes to black as 
ferric oxide is changed to magnetic or ferrosic oxide. The duration of the heating 
influences the colour only below 700® and above 1000®, and the rate of cooling has 
no influence on the tint. The sp. gr. gradually increases from the natural yellow 
ochre upwards with temp, to 1600®. The plasticity also decreases with rise of temp., 
and disappears completely at 800® to 850®. The yellow and red ochres are soluble 
in acids, but the varieties obtained above 950® are insoluble in cold or hot acids— 
excepting the hydrofluoric acid. The ochre from Vaucluse becomes magnetic even 
while still yellow, and this is assumed to show that an a-variety of ochre exists. 
The magnetic property disappears on prolonged heating, but reappears at 1600®. 
In general, the colour changes are attributed to differences in the average grain- 
size, rather than to differences in the degree of dehydration. According to 
T. Carnelley and J. Walker, the dehydration of the hydrated ferric oxides is complete 
at 500®, so that only below that roasting temp, can the tint of the pigment have 
any relation to the state of hydration of the product. 

According to G. R. MacCarthy, the natural yellows, browns, and reds in rocks 
are due to the presence of ferric compounds. Hydrous ferrosic minerals are blue 
in colour, and are responsible for the blues frequently exhibited by clays and shales. 
These tints are not produced by disseminated organic matter. The greens are 
produced by mixture of iron-blues and iron-yellows, for no evidence of the existence 
of any single green compound has been found. The chocolate-red of haematite 
sometimes approaches purple, but the true purple colours of shales and slates are 
produced by mixtures of iron-reds and iron-blues. Anhydrous ferrosic compounds 
produce only greys and blacks, like the carbonaceous matter that is generally present 
in black, argillaceous rocks. The subject was discussed by D. S. Hager, P. Fire¬ 
man, and H. Wagner. A. Veneuil said that the sapphire owes its colour to ferric 
and titanic oxides. 

The green colour of the old Chinese, and Japanese celadon (or seladon) glazes 
can be imitated by firing suitable ferruginous glazes in the reducing atmosphere. 
A blue colour sometimes appears in glasses, glazes, and slags when they are partially 
de vitrified. I must say that the blue opalescence effects on red Chinese glazes, and 
hundreds of glazes and slags which have come under my notice, do not require any 
hypothesis other than incipient devitrification, suggested by J. Fournet, to account 
for the results. However, others have seen differently. B. Silliman said that 
ferrous oxide can impart a blue colour to vitreous bodies; and R. Zsigmondy 
prepared blue glasses coloured with iron oxide under reducing conditions. J. Beck¬ 
mann described blue glasses which he supposed were produced by iron oxide as 
tinctorial agent, and he quoted the analyses of J. F. Gmclin to show that blue 
colours can be produced on glasses, and enamels, and that the blue pigment on 
Chinese porcelain contains iron, but not cobalt. He also obtained similar results 
with some old Roman, blue tiles, and with some blue paint on an Egyptian mummy. 
J. J. Ferber also described blue volcanic slags and scoriae which U. F. B. Briickmann 
said were probably used by ancient glass makers to produce blue colours. 
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C. J. B. Karstei}, and J. J. Berzelius considered the blue colour of the slags was 
produced by titanic acid ; C. J. B. Karsten also referred the blue colour in some 
cases to vanadium, and in others to a kind of artificial ultramarine. J. Fournet, 
M. Dartigues, and J. Percy attributed the colour to the presence of iron oxide. 
G. Bontempts also showed that iron oxide can impart a blue coloration to glass ; 
and C. M^ne observed that tlie blue colour may be developed in slags containing no 
tartaric acid. M. E. Chevreul favoured L. C. A. Barreswibs assumption that there 
is a blue coloured oxide of iron intermediate between ferrous and ferric oxide. 
G. R. MacCarthy argued that the green colours produced by iron oxide are derived 
from the blue and yellow component oxides. K. A. Hofmann and F. Resenscheck, 
W. Spring, and G. R. MacCarthy considered that ‘‘ all iron salts which are of a 
decided blue colour contain both ferrous and ferric iron in the same molecule.” 
This agrees with the observations of M. E. Chevreul, J. F. Persoz, and J. Napier. 
W. D. Bancroft and co-workers have prepared borate glasses coloured blue by iron 
oxide, and they attribute the coloration to the existence of an unstable blue 
modification of ferric oxide which is stabilized chiefly by ferrous oxide, and also by 
other substances. They report that in alkali borate glasses, ferrous oxide is colour¬ 
less, ferric oxide is yellow, and mixtures of the two may be blue or green. If the 
ratio of ferrous to ferric oxide reaches 3 in borate glasses, the blue glass is almost 
free from a green tinge, and when the ratio reaches 4, the blue is well developed. 

A. Nabl, and E. F. Holden referred the colour of citrene to the presence of sub- 
microscopic hydrated ferric oxide; and a pink variety of quartz contained 
inclusions of red hjcmatite of microscopic dimensions. W. Spring attributed the 
yellow colours of sedimentary rocks to hydrated ferric oxides ; tin* reds to anhydrous 
ferric oxide ; and th(* greens to ferrosic silicates. Colours obtained with special 
mixtures have also been described. Thus, T. Terreil obtained a red colour from a 
mixture of ferrous sulphate and sulphur, and the sulphur dioxide produced : 
4 FeS 044 -S— 2 Fe 203 + 5 S 02 , was used in the manufacture of sulphuric acid. 
M. N. d’Andria obtained a colour by roasting a mixture of magnesium and ferrous 
sulphates ; and others were described by N. McCulloch, A. Bunterock, H. Stein, 
etc. ; and the manufacture of these colours is indicated in books, etc., by F. Rose, 
J. G. Gentele, G. Zerr and R. Riibencamp, H. Wagner, G. H. Hurst, S. Mierzinsky, 
and J. A. Reavell. 

The colour of the ditrigonal scalenohedral and rhombohedral crystals of hicinatite 
is dark steel-grey or iron-black, and in thin layers it is blood-red by transmitted 
light; when earthy, the mineral is red. In layers of about 0*02 mm. it is transparent 
for red light, but in thinner layers it becomes transparent to most of the spectral 
rays of visible light. When warmed, the transparency decreases, but is recovered 
on cooling. C. F. Schonbein,® F. Muck, and E. J. Houston noticed that the colour 
of ferric oxide deepens as its temp, is raised. The reversible colour change wliich 
occurs at 650° was discussed by J. A. Hedvall. The streak of powdered mineral is 
cherry-red or reddish-brown. J. L. C. Schroeder van der Kolk said that the red 
streak becomes black when hot, and on cooling, red. The crystals of Inematite 
are opaque except in thin layers. M. Lachaud and C. Lepierre obtained ferric oxide 
in yellow hexagonal plates by heating ammonium ferric sulphate. According to 
E. A. Wulfing, the mineral is opaque down to a thickness of 0-1 mm., and then the 
colour passes from deep red to yellowish-red, and yellowish-grey. 0. Anderson 
obtained plates of haematite 0-1/x thick, and found them to be yellow by transmitted 
light; with plates of increasing thickness, the colour passes from reddish-brown, 
to deep brownish-red, to blood-red. As indicated above, L. Wohler and C. Condrea 
also found that if the grain-size of the particles is small the colour is yellow ; if larger, 
red. W. R. Mott prepared anhydrous red and yellow ferric oxide by volatilization 
and found the grain-size of the yellow particles to be the smaller. According to 
J. Bohm, an X-ray study of ferric oxide shows that the calorescence or glow which 
may occur accompanies the transition of the material from the amorphous to the 
crystalline state. G. Chaudron and H. Forestier found that the glow which occurs 
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between 400® and 600® is also attended by the change from the amorphous to the 
crystalline state. The variation in tint of preparations of pulverulent ferric oxide 
has ju^t been discussed. 

The observations of H. Abraham and R. Planiol, R. Chevallier, R. B. Sosman 
and E. Posnjak, and E. Wilson and E. F. Herroun agree that ferromagnetic ferric 
oxide— vide infra —is inclined to be yellower, and darker in colour than is the case 
with the ordinary paramagnetic oxide. E. Wilson and E. F. Herroun prepared 
samples ranging in colour from deep red to yellowish-brown ; L. A. Welo and 
0. Baudisch, dark red ; C. Frebold and J. Hesemann, reddish-brown ; whilst that 
obtained by F. Frankenburger and co-workers by the action of water on lithium 
nitride is almost black. 

The mineral occurs in columnar, botryoidal, lamellar— flaky specularite— 
granular, friable, or compact masses. The compact forms are brittle, the thin 
lamellse are elastic ; and some scaly varieties feel soft and unctuous. The fracture 
is subconchoidal, uneven, or earthy. N. H. Winchell, and W. S. (xresley described a 
form of flbrous hmnaiile. The crystals may occur in thick or thin ])lates parallel to 
the (OOOl)-face, and they may be grouped in j)arallel positions or they may form 
rosettes. There may be other combinations. The crystals also occur in cube-like 
rhombohcdra, with the rhombohedral (1014)-face striated, and often rounded over 
in convex forms. The (OOOl)-faces may also be striated. Haunatite may also 
form columnar, botryoidal, or stalactitic shapes, or it inay form lamellar masses 
with the thick or thin laminfe joined parallel to (0001), and bent in various ways. 
Some observations on the rhombohedral crystals were made by R. J. Haiiy, 
A. Girard and G. Chaiidron, and L. A. Ernmerling. The trigonal-hexagonal- 
rhombohedral crystals were found by N. von Kokscharoff to have the axial 
ratio a : c=l : 1-36557 ; G. Melczer gave 1 : 13654 ; E. Kleinfeldt, 1 : 1-3651 to 
1 : 13656 ; and 8. di Franco, 1 : 13668. Twinning occurs; there are penetration 
twins about the (OOOl)-plane, and the composition face may be perpendicular to 
the (OOOl)-face; twinning also occurs less commonly about the (lOll)-plane 
producing polysynthetic twinning lamelhe showing a fine striation on the (0001)- 
faco, and giving rise to a distinct or pseudo-cleavage parallel to (1011). This 
twinning was studied by F. Mohs^ W. Haidinger, M. Bauer, 0. Miigge, and 
0. V. Jereraeeff. There is no definite cleavage, but there are partings about (0001) 
due to the lamellar structure, and about (1011) due to twinning. F. F. Osborne, 

G. Kalb, and G. Melczer studied the corrosion figures obtained with hydrochloric 
acid. Ferric oxide is dimorphous ; in addition to the rhombohedral crystals just 
described there is a cubic form vide infra, ferromagnetic ferric oxide. Numerous 
measurements liave been made on the crystals of the rhombohedral form : 

Observations on the crystals of luernatite liave been reported by A. d’Acliiardi, 
(i. d’Achiardi, <J. Aniinoff, A. Ar/,runi, M. Berok .\. Bergeat, H. Biaseh, J. R. Blum, 
O. B. Buggild, A. Breithau})t, A. Brezina, T. M. Broderick, W. C. BrOgger, L. Bucca, 

H. Bvieking, L. Busatti, K. Busz, H. Buttgenbach, M. Carr^*re, K. J. Chapman. J. H. Collins, 
L. Colomba, F. Oornu, E. Doll, H. Diifet, J\ A. Dnfrchioy, (J. Fink, S. di Franco, 
\V. F. Foshay, A. Frenzel, V. Cloldsehmidt, F. (Jonnard, J. V. tJraffenauer, K. B. dreg and 
W. Ch Lottsoin, R. Droth, W. Haidinger, R. W. Harrc, R. J. Haiiy, M. F. Heddle, F. Hessen- 
berg, T. S. Hunt, P. V. Jeremt^'etl, W. P. Jervis, (i. Kalb, G. A. Kenngott, E. Kleinfeldt, 

F. von Kobell, A. Koch, A. Kraiitz, A. Lacroix, A. Lacroix and P. Gautier, F. von Lasaulx, 
E. Laval, I. Lea, C. C. von Leonliard, A. Levy, O. M. Lieber, J. Loezka, O. Luedecke, 
E. Manasse, J. S. Martin, G. W. McKee, F. Mohs, A. J. Moses, F. Millosevich, O. Mugge, 
C. F. Naumaim, J. J. Noggerath, W. Nowarki, F. Papp, A. Pelikan, F. Pfaff, L. V. Pirsson, 

G. von Rath, J. B. L. Rom6 de ITslo, G. Rose, P. A. do Saxe-Cobourg-Gotha, A. Sadobock, 
A. Scacchi, A. and E. Scacehi, T. 8cheerer, A. Schmidt, A. Schwantke, J. Schweitzer, 

G. Sillern, B. Sillirnan, L. J. Speneer, A. de Stcfaiii, J. Stiiiver, P. von Sustschinsky, 
V. V. Syedeltschikoff, H. Tertseh, H. Traube, P. Tschirwinsky, G. Uzielli, T. Wada, E. Wein- 
schenk, D. F. Wiser, V. von Zepharovich, K. Zimanyi, and F. Zirkel, etc. A bibliography 
was compiled by H. Biaseh. Observations on the artificial* crystals were made by 

H. Arctowsky, A. Arzruni, K. B. Doss, W. Florence, G. Friedel, F. von Hochstetter, 
H. E. Merwin and J. C. Hostotter, W. Miillor, C. F. Rammelsberg, H. Vater, etc. 

L. Pauling and S. B. Hendricks, W. H. and W. L. Bragg, H. Sachse, J. A. Hedvall, 

VOL. XTII. 3 E 
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V. M. Goldschmidt, W. H. Zachariasen, W. C. Hansen and L. T. Brownmiller, 
P. E. Wretblad, J. Bohm and F. Ganter, and J. Topping studied the X-ra«diograiilS 
of haematite and oorundum, and found them similar. L. Pauling and S. B. Hendricks 
found that the rhqmbohedral space-lattice of haematite has a-55° 17', and the side 
of unit triangle, a=5-420 A.; he said that the hexahedral mol. of ferric oxide can 
be assumed to consist of an equilateral triangle of oxygen with a metal atom 
immediately above and below the centre of the triangle ; and that the lattice has 
3 raols. per unit prism. The side of unit triangle is a=5*035 A.; the axial ratio 
a: c=l : 1*363, and the calculated density, 5-243 T. Katsurai and T. Watanabe 
gave a=5*42 A., and a—55^^ 17'; V. M. Goldschipidt and co-workers, a=5*42'A., 
and a=53° 14'; R. Brill, a=:-5-429 A., and a=54° 58'; S. Katzoff, a^5-4135 A., 
and a—55° 17*5'; L. Passerini, a==5-020 A., and c=6-860 A., a : c—l : 1*366, and 
t;=148-6xl0“24 Q Q^ for the hexagonal cell, and a=5*43 A., and a=55° 6' for the 
rhomboh^dral cell; and W. H. Zachariasen, a=58° 14'; a=5-42 A. : and a : c 
==1 : 1-367, and the calculated density, 5-25. E. A. Harrington gave a -55° 17', 
and a==5-406A.; and P E. Wretblad, edge of lattice=5-419 A. ; a-55-28° , 
a=5-027 A., c=13-73 A. ; and a : c—l : 2-7306. A hexahedral molecule is assumed 
consisting of an equilateral triangle of oxygen with a metal atom immediately 
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above and below the centre of the triangle. W. Jansen studied the fibrous 
varieties, and found that the crystals are hexagonal with a=5-035 A., and 

c—13*726 A. L. Pauling and S. B. Hendricks inferred that the arrangement of 
the atoms in the lattice is such that each metal atom is surrounded by 6 oxygen 
atoms which are not at the corners of a regular octahedron. Three of these 
atoms are a few per cent, nearer the metal than the others. This indicates that 
the location of the electrons in the outer shells of an ion causes it to have different 
effective radii in different directions. Each oxygen atom is surrounded by 4 metal 
atoms, 3 of which are nearer than the other two. The interionic distances of 
haematite are: the smallest oxygen-oxygen distance, 2-545 A.; and the metal-oxygen 
distances, 2-060 A. and 1-985 A. L. A. Welo and 0. Baudisch, and J. Thewlis 
found that the lattices of ferrosic and y-ferric oxides are analogous, and of similar 
dimensions. The unit cube of ferrosic oxide contains 8 molecules and is repre¬ 
sented by Fe 24032 , and the unit cube of y-ferric oxide has 12 molecules and is 
represented by Fe2403e. Consequently, room for 4 additional oxygen atoms has 
to be found in the unit cube of Fe 304 . J. Thewlis* representation of the structure 
of ferrosic oxide has been previously discussed, and is illustrated in Fig. 518, and 
the structure of y-ferric oxide with its four additional oxygen atoms is illustrated 
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in Fig. 619. One of the conditions necessary for ferromagnetism, on W. Heisen¬ 
berg’s theory is that each atom must have 8 nearest neighbours; H. Sachse 
applied this test to Fe 304 , a-Fe 203 , and y"Fe 203 , and found the condition satisfied 
by Fe 304 and y-FegOg, but not by a-FegOg. This condition is also satisfied by 
J. Thewlis’ representations, Figs. 518 and 519. J. Topping studied the potential 
energy of the crystals; and N. Akulofi and M. Degtiar, the slip-lines. 

Observations on the crystals were made by A. Simon and T. Schmidt, J. Bohm, 
G. Kalb, P. F. Kerr, W. P. Davey, V. Schmaeling, C. Mauguin, J. Wasastjerna, 
and H. Groebler and P. Oberhoffer —vide su'pra, ferrous and ferrosic oxides, Fig. 512. 
Observations on kidney ore, by J. A. Hedvall, J. Bohm, and F. Rinne, show that it 
is a form of haematite. J. A. Hedvall, E. A. Harrington, G. Frebold, and G. Frebold 
and J. Hesemann found that the space-lattices of natural and artificial ferric oxides 
are the same. K. Honda and T. Sone observed a structural change at 1300° ; 
whilst K. T. Compton and E. A. Trousdale could detect no change in the space- 
lattice under the influence of a magnetic field. R. D. Williams and J. Thewlis 
noted that the crystals of the a-oxide or trigonal oxide, formed fromy-lepidocrocite, 
are of the order of 10“^ cm. across, and those of the y-oxide or cubic oxide are of 
the order IQ-^ cm. across when first formed, but their final size, just before they 
are transformed into the trigonal form, is of the order cm. The transformation 
occurs over the range 500° to 600°. 

L. A. Welo and 0. Baudisch observed a loss in catalytic power in passing from 
the cubic to the trigonal form, but S. Roginsky and E. F^chulz found no difference 
in the catalytic decomposition of potassium permanganate. F. Pfaff, and J. Struver 
have noticed the similarity between the crystal forms of haematite and corundum ; 
and A. Hamberg, the resemblance between the crystals of ilmenite and pyrophanite. 
It was inferred that these minerals have a similar constituent: 

Fe(Fe 03 ) ACAlOa) FedlOj) Mn(TlOj) 

Hjematite Corundum Ilmenite Pyrophanite 

P. J. Holmquist stated that there are two crystalline forms : a-ferric oxide, stable 
at a low temp.; and ^-ferric oxide, stable at a high temp. H. Forestier and 
G. Chaudron observed a break in the thermal expansion curve at 680° ; R. B. Sosman 
and J. 0. Hostetter, a sharp reversible endothermal break in the heating curve at 
678°, and a small irregularity between 775° and 785° ; E. J. Kohlmeyer, breaks at 
1035°, and between 1250° and 1350°; and 0. C. Bidwell, a break at 1320°—but these 
have not been established as definite transformation points. K. Honda and 
T. Sone observed a break in the thermomagnetic curve at 1300°; G. G. Brown and 
C. C. Furnas observed what they regarded as breaks in the sp. ht., and thermal 
conductivity curves at 360°, and calculated the thermal value of the change at 
360° to 4-85 cals, per gram, or 775 cals, per mol. H. le Chatelier noted a change 
in the heat of formation curve at about 900°; J. d’Ans, and G. Keppeler and J. d’Ans 
stated that a polymorphic transformation occurs at 640°, and that is the optimum 
temp, for the activity of ferric oxide as a catalyst for the oxidation of sulphur 
dioxide; and C. C. Bidwell, a break at about 720° in the curves for the electrical 
conductivity, and thermoelectric force. R. B. Sosman and co-workers noted a 
drop in the magnetic susceptibility at 678° ; L. Blanc, and G. Chaudron, at 600° ; 
and J. Huggett and G. Chaudron observed th«at the Curie point occurs at 675°. 
C. C. Furnas found the thermal value of the change between 650° and 825°, 
assuming that i" is all one change, to be 41*8 cals, per gram, or 6692 cals, 
per mol. W. G. Mixter could detect no polymerization when the ferric oxide 
is heated, and J. A. Hedvall observed no change in the X-radiograms. The 
subject was also discussed by S. Hilpert. N. Parravano and G. Malquori 
observed that the oxides formed by heating the hydrogel, or by roasting the 
chloride or nitrate, have the same X-ray spectrum, and show no evidence of 
polymeric forms. L. A. Welo and 0. Baudisch, and R. B. Sosman and E. Posnjak 
found that the X-radiograms of magnetite and of ferromagnetic ferric oxide, 
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natural or artificial, are identical. The ferromagnetic form was called by 

F. Haber, and J. Hesemann, y-Fe 203 . There is an irreversible transformation, 
y-re 203 -^a-Fe 203 , between 400° and 700°; and the Curie point is between 500° 
and 7(X)°. At about 700°, ferromagnetic ferric oxide with the cubic lattice of 
magnetite or martite is transformed into paramagnetic haematite with rhombo- 
hedral crystals. The unit cube of magnetite may be symbolized Fe24032, and 
after oxidation Fe24033. The unit cube of magnetite thus has room enough to 
accommodate 4 extra oxygen atoms. A. Simon discussed the structure of ferric 
oxide; L. Passerini, the solubility; and 0. Hahn and 0. Muller, the surface by 
the adsorption of radium emanations. 

There are thus two forms of ferric oxide—^ one cubic, one trigonal or rhombohedral. 
The observations of H. Abraham and R. Planiol, R. Chevallier, J. Huggett and 

G. Chaudron, S. B. Hendricks and W. Albrecht, 0. Hauser, R. B. Sosman and 
CO- workers, L. A. Welo and 0. Baudisch, and E. Wedekind and W. Albrecht show 
that (i) the X-radiograms of the two forms are indistinguishable one from the 
other ; (ii) the magnetic permeability of cubic ferromagnetic oxide is not dis¬ 
tinguishable from that of ferrosic oxide ; (iii) the cubic form can be changed to the 
more stable rhombohedral form by heating it to various temp, between 550° and 
10Ck)° ; and the catalytic activity of the cubic form is greater than is the case with 
the rhombohedral variety. The transition temp, appears to depend on the mode 
of preparation. To convert ferrosic oxide to the isomorphous cubic ferric oxide, 
4 oxygen atoms must be crowded into the unit lattice of the ferrosic oxide. 
L. A. Welo and 0. Baudisch considered that the extra oxygen required for the 
change 2 Fe 304 -> 3 Feo 03 can be inserted in the crystal-lattice, without undue strain, 
so as to leave the structure essentially unchanged. J. W. Gruner, L. H, Twenhofel, 
G. Frebold and J. Hesemann, J. Bohm, and P. M. Wolf and H. Zeglin discussed 
changes in the X-radiograms in the oxidation of magnetite to ferromagnetic ferric 
oxide. 

J. Beyer observed that the chemical reactions of iron, and ferric oxide with 
hydrogen and steam, and the magnetic properties of the products, agree with the 
assumption that solid solii. are formed between ferrous and ferrosic oxides ; R. Ruer 
and M. Nakamoto also noted the formation of solid soln. S. Hilpert called the 
complexes of FeO and Fe 203 , other than Fe 304 , indefinite mixtures —vuk infra^ 
ferrous ferrites. R. B. Sosman and J. C. Hostetter added that ferric oxide forms a 
continuous series of solid soln. with ferrosic oxide {vide iiifra)^ and they called them 
martites. E. D. Eastman showed that at 1100° and upwards ferric and ferrosic 
oxides form a continuous series of solid soln., but probably the soln. is limited below 
1000°. J. Beyer found a similar state of things with ferrous and ferric oxides. 
FT D. FTistinan also said that at and above lUX)'', the two oxides form a continuous 
series of solid soln., although there are indications that' below 1000° they may not 
be soluble in one another in all proportions. Ha3matitc is hexagonal and magnetite 
cubic, at ordinary temp., and hence it may appear to be a circuluo in prolnindo to 
assume that there is a hexagonal variety of magnetite which forms a solid soln., 
i.e, an isomorphous mixture with haematite. According to R. B. Sosman, a con¬ 
sideration of the point systems from which the crystal classes can be made up, shows 
that there is in reality a continuous transition from cubic to hexagonal. Suppose 
a cubical portion of some cubic lattice to be standing on one of its corners ; then 
if it be compressed along the vertical diagonal axis it changes into a rhombohedron 
which becomes flatter with increasing compression, and the rhombohedron is a 
hexagonal form This transition requires, of course, that the lattice of the isometric 
and hexagonal forms be thus transformable. The subject was discussed by 
T. M. Broderick, P. Geijer, G. Gilbert, A. Lavenir, C. Friedel, J. W. Gruner, and 
P. Ramdohr. H. Forestier and G. Chaudron discussed the formation of solid 
soln. with ferric oxide and chromic oxide, and alumina-aluminium and 
chromium ferrites. W. Biltz and co-workers found that in the spinels, M 0 .Fe 203 , 
the mol. vol. of the Fe 203 in Zn 0 .Fe 203 is 30*4 ; and in the CuO, MgO, CdO, MnO, 
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FeO, CoO, and NiO spinels, the mol, vol. of the Fe20.j is round ahoiii 33-4. Hoiu e 
they infer that there are two forms of ferric oxide: a-Fe^Oa Avitli m(4. vol. 30*4, and 
y-Fe 203 with a mol. vol. 33*4. 

A. Johnsen discussed carnallite and haematite. U. Friedel discussed 
pseudomorphs of ferric oxide after magnetite. A. Breithaupt described a cubic 
variety of ferric oxide occurring in octahedra or dodecahedra, like magnetite. The 
pseudomorph is not ferromagnetic and it was called martite. This mineral was 
examined by F. von Kobell, C. F. Rammelsberg, J. F. L. Haiisinann, R. van Aubel, 

J. R. Blum, H. Rosenbusch, G. vom Rath, A. Lavenir, and H. Gorceix. The 
general conclusion is that martite is a pseudomorph after magnetite. A. Scarchi 
obtained a variety of ferric oxide in acicular needles, thought to be rhombic. It 
occurs in the tufa of Pianura and Fiano, (^ampania, and was named rapJnsidcrite 
from pa(f>Ls, needle ; and oihripeogy iron. P.seudomorphs of f(*rric oxide after iror} 
pyritei! were reported by H. Traube, A. Schwantke, W. F. Petterd, H. Rosen¬ 
busch, J. R. Blum, A. Krantz, E. Doll, R. P. Greg and W. G. Lettsom, G. vom 
Rath, H. Gorceix, and A. Lavenir; after liemilCy by J. R. Blum ; after sidvritCy 
by J. R. Blum ; after cerussitCy by A. Hofmann ; ixiiaT pyrojnorphitCy by J. R. Blum, 
and D. F. Wiser; after catcife, by A. Breitkaupt, J. J. Nbggerath, J. R. Blum, 
G. Sillern, H. A. Miers, 0. Miigge, G. Rose, A. Frenzel, and Haidinger ; after 
dolomite^ by J. R. Blum : ^itc^r jluorite, by J. R. Blum, G. Sillem, and A. Breithau]>t; 
after baryta, by A. Breithaupt, M. F. Jleddle, J. R. Blum, ai\d R. P. (^reg and 
W. G. Lettsom ; after anhydrite, by P. Groth, and J. R. Blum ; after olivine, by 
G. Tschermak ; after hronzite, by J. R. Blum ; after garnet, by J. R. Blum ; after 
felspar, by J. R. Blum : and after ferric sulphate, by A. Vesterberg. J. W. Gruner, 
P. Ramdohr, and G. M. Schwartz discussed intergrowths with ilmenite and 
heematite (q.v.) ; and H. Baumhauer, intergrowths of rutile and lueniatite. 

A. Frenzel gave 4*914 to 4*917 for the specific gravity of hrematite; 

C. F. Rammelsberg, 5*075 to 5*283; G. Rose, 5*191 to 5*230; F. E. Neumann, 
5*079 ; J. Loezka, 5*289 ; M. Lachand and C. Lepierre, 4*95 at 14^^; A. Bergeat, 
4*998 and, after separating impurities, 5*247 ; G. Dewalque, 4*35 ; M. F. Heddle, 
4*8 ; J. Jolv, 4*644 to 4*923 ; J. Maillard, 4*90 ; A. Vesterberg, 5*06 ; A. Breithaupt, 
5*261 ; P. V. Jeremeefl, 5*02 ; E. Madelung and R. Fuchs, 4*8986 to 5*1568 ; 

E. F. Herroun and E, Wilson, 4*75 to 4*91 ; A. Lavenir, 5*194 to 5*205; and 
P. F. G. Boiillay, 5*225. For the artiheial oxide, W. Herapath gave 5*059 for the 
sp. gr. at 16*5° ; IL Koj)p, 5*121 at 12*5° ; L. Playfair and J. P. Joule, 4*679 at 
3*9® for the precipitated and 5*135 for the ignited oxide. P. P. Budnikoff and 

K. E. Krause found the sp. gr, of the oxide calcined at different temp, to be : 

450'’ 0.50'’ 850'’ lOGO" 

Sp. gr. . . . 0102 .5-183 5* 190 5-195 

D. Tommasi gave 5*11 for the sp. gr. of the brown oxide obtained by dehydrating 
the precipitate from a ferric salt by alkali-lye, and 4*95 for that of the red or 
yellowish-red oxide obtained by oxidizing hydrated ferrous or ferrosic oxide or 
ferrous carbonate ; and H. Rose gave 5*169 for the precipitated and 5*037 for the 
ignited oxide. Heating the oxide was found by H. Rose, G. Weymann, and 

F. Sauerwald and G. Eisner to increase the sp. gr. Thus, L. Blanc observed that 
the sp. gr. of the oxide heated to bOO® to 600® is 4*910; to 650® to 7(K)®, 5*040 ; to 
750®, 5*110; and to 850®, 5*175; R. Ruer and J. Kuschmann, 5*200 at 15®/4® 
for a sample heated to 700®, and 5*1597 at 15°/4° after being heated to 1000®. 
A. Duboin gave 5*16 ; B. Aarnio, 5*09 ; and S. Hilpert and J. J^eyer, 5*1. Obser¬ 
vations were also made by F. Muck, and 0. Hauser. H. P. Walmsley found the 
sp. gr. of the hexahedral particles of dispersed ferric oxidt* to 5*274, and of the 
cubic form, 5*400. F. J. Malaguti and A. Lallemand found for the non-magnetic 
oxide dried at 300®, 4*784; for the non-magnetic oxide which has been heated to 
rouge vif, 5*144 ; and for the strongly magnetic oxide, 4*686. E. J. Kohlmeyer 
and S. Hilpert found the sp. gr. of a sample that had been fused to be 5*190 ; and 

E. J. Kohlmeyer gave 5*187 to 5*193 for samples of highly purihed oxide which had 
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been heated high enough to convert some of the ferric oxide into ferrosic oxide. 
L. Blanc and G. Chaudjon prepared the oxide by calcining the nitrate or sulphate 
at different temp., and found that when made at 500° to 600°, the large grains had 
a sp. gr. 4-910; at 620° to 700°, the fine grains had a sp. gr. oi 5-040; at 750°, 
the grains of increasing size had a sp. gr. of 5*110; and at 850°, the grains 
of increasing size had a sp. gr. of 5-175. They attributed the decrease in the 
grain-size between 600° and 700° to an effect of the evolution of gas accom¬ 
panying disintegration, but there is a polymeric transformation at about 678°. 
N. Parravano and G. Malquori found that the apparent sp. gr. of small cylinders 
of compressed ferric oxide is scarcely changed by calcination up to 700°; but 
above 800°, the .apparent sp. gr. increased and the cylinders were less friable. 
X-radiograms show that the difference between the aggregated and non-aggregated 
oxide is solely one of grain-size. The general results of the sp. gr. determinations 
show tliat the best representative value of ferrosic oxide is 5*12 with the sp. vol. 
0*1954, and mol. vol. 31*2, whilst for natural Incmatite the sp. gr. is 5*24 ; the 
sp. vol. 0*1910; and the mol. vol. 30*5. The densities 5*25 by W. Zachariasen ; 
5*355 by L. Passerini; and 5*243 by VV. P. Da vey, were calculated from the X-radio- 
gram data. W. Biltz, and J. J. Saslawsky com])nred the observed mol. vol. with 
that calculated by the additive law. W. Ostwald and W. Haller observed that 
when the produced oxide is suspended in hexane, and other organic liquids, and then 
separated, the sp. vol. decreases in the order CCI4, C(5H|4, CH3CI, (02H5)20, 

CH3.COOH, C2H5OH, and (CHn)2CO. The effect is attributed to the adsorption 
of solvent films- hf/oddsorp’lon. 

The haxdness of the crystals is over 5 and may attain a value from 5*5 to 6*5. 
J. A. von Deurs and P. E. Raaschou 12 studied the fluidity of slip—water and 
ferric oxide. A, Reis and L. Zimmermann studied the hardness and mol. vol. 
W. Voigt gave for the elastic modulus, E, in kilograms per sq. mm., £'o=23,000; 
£'45=21,800; £45=18,700; and £90=23,100; while the cubical coeff. of com¬ 
pressibility IS l*04xl0-c. E. Madeluiig and R. Fuchs found the compressibility 
between 50 and 200 kgrms. per sq. cm. to be between O-OobB and 0*05106. According 
to F. Sauerwald and G. Eisner, briquettes made from the compressed and calcined 
oxide have a compressive strength dependent on the temp, of calcination. M. C. Lea 
was unable to detect any signs of the dissociation of ferric into ferrous oxide by 
mechanical press. 

H. Fizeau found the coeff'. oi thermal expansion to be, a=0*05829 and 0*05836, 
respectively parallel and vertical to the principal axis ; this gives for the coeff. 
of cubical expaasioii, 0*00002501, at 40°. H. Kopp gave 0*00004 for the coeff. of 
cubical expansion ; and 0*000007 for the coeff. of linear expansion. H. Biickstrom 
obtained for the length, I, at 0°, between 4° and 82°, in a direction parallel to the 
principal axis, l~ l(j{l-f 0*0576109^^-f0*0^4901^2)^ a direction })erpendicidar 

to the ]>rincipal axis, /=*/o(l -j~O*O55769180 | 0*071200002), where Iq denotes the 
length at 0°. It follows that the coefficient of expansion in a direction per¬ 
pendicular to the principal axis is the greater; but the coefficients of expansions 
in both directions arc the same at --5*7°, namely, 0*057555 ; and below that temp., 
the coeff. of expansion parallel to the principal axis is the greater. H. Forestier 
and G. Chaudron observed a break in the dilation curve at about 675°. 

C. C. Bid well found the thermal conductivity of the compressed powder to be 
0*00141 cal. per sec. per sq. cm. per degree at 200° ; 0*00189, at 400° ; 0*00235, at 
600°; 0*00262, at 720°; 0*00294, at 800° ; and 0*00390, at 1050°. C. H. Lees 
gave 0-0Q3 cal. per cm. per sec. per degree; J. Konigsberger and J. Weiss 
gave ^=0*035; and J. Kruckenberg, ^=0*006. C. C. Bidwell gave the following 
results : 

159 " 258 " 415 " 658 “ 854 “ 1047 “ 

L . 0*00130 0*00164 0*00189 0*00261 0*00317 0*00390 

G. G. Brown and C. C. Furnas gave for the thermal conductivity, k cals, per sec. 
per sq. cm. per degree, of powdered ferric oxide : 
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125 ® 160 “ 800 “ 400 “ 600 “ 600 “ 700 “ 760 “ 

k . O-OjOlS 0 08926 OOjOiO 000108 000113 000122 000133 0-00138 

The results of C. C. Furnas on rods of powder, and those of C. C. Bidwell on prepared 
rods are summarized in Fig. 520. H. de Senarmont made some observations on 
the thermal conductivity of the crystals ; and E. Jannetaz observed that the ratio 
for the conductivities in the direction of the principal axis and at right angles 
thereto is 1*232; N. Botez and H. Hertenstein 
gave 1*198; and H. Backstrom, 1*064 to 1*12 at ^ ^ 

50°. According to F. M. Jager, the quotient of ? § 10 

the electrical and thermal conductivities of all o 

metals is a constant, independent of their chemical ^ 

nature, but directly proportional to the absolute ^ 

temp. This ratio is not constant for the con- 
ductivities of ha3matite measured in the directions .^>"5 ^ 
of the crystal axes. 

J. Joly gave 0*1683 for the specific heat of 
hcTematite between 7-8° and 100°; P. E. W. Ocberg, ^ 0 
0-1645 to 0*1647 between 15° and 99°; A. Abt, 

0-17425 between 16° and 95° ; H. Kopp, 0*154 to Fia. 620.--The Thermal Con- 
0-159 for the ep. ht. of hematite; R. Ulrich, ductivity and Molecular Heat 
0-1627 between 19“ and 98“; F. E. Neumann, Ox.de. 

0-16695 to 0*1692. H, V. Regnault gave 0*16695 for the sp. ht. of ha3inatite 
between 15° and 98°; while for calcined colcothar he gave 0*17167 ; for strongly 
calcined colcothar, 0-16921; and for yet more strongly calcined colcothar, 0-16814. 
G. G. Brown and C. C. Furnas gave for the sp. ht., in cals., of ferric oxide; 

0 40 “ 80 ^ 120 ^ 200 “ 300 " 400 “ 500 " 050 " 

Sp. ht. . 0-1550 0-1640 0*1760 0*1845 0*2025 0*2250 0*2645 0*2955 0*3420 

The results for the molecular heats, Gp, from 298° K to 633° K, can be sum- 
14-13+0-0378r ; and between 633° K and 951° K, by Op=9-16 
Bertram gave : 

95 “ 225 “ 350 ^ 461 “ 526 " 569 " 685 “ 764 “ 824 “ 

c . 0*1598 0*1746 0*1864 0*1952 0 1996 0*2027 0*2084 0*2106 0-2110 

and c=0-1514+0-000r239(^—20)—0*07577(^—20)2. Decomposition sets in at 
temp, exceeding 700°. G. S. Parks and K. K. Kelley found the sp. ht. at —184*0°, 
—123*7°, and 17*5° to be respectively 0*0408, 0*0842, and 0*1550, and the mol. ht. 
respectively 6*5, 13*4, and 24*8. The results of A. S. Russell, G. S. Parks and 
K. K. Kelley, P. E. W. Oeberg, A. Abt, J. Joly, C. C. Furnas, and H. V. Regnault 
fall about the mol. ht. curve, Fig. 520. A. S. Russell gave 0*0726 between 191*9° 
and —81*0° ; 0*1318 between —73*7° and 0° ; and 0*1600 between 3*5° and 44*0°. 
The corresponding mol. ht. are respectively 11*59, 21*05, and 25*53. W. A. Roth 
and W. Bertram gave for the sp. ht., c, between 0° and 20°, c=0*151+0*031239(0—20) 
—0*07577(0—20)2 ; and for true mol. heat: 

100 “ 200 “ 300 “ 400 “ 500 “ 600 “ 700 “ 

C . 27*08 30*32 33*01 35*15 36*73 37*75 38*23 

I, Maydel studied the mol. ht. F. J. Malaguti and A. Lallemand found the sp. ht. 
of non-magnetic ferric oxide dried at 300° to be 0*1863, and heated to redness, 
0*1743 ; while the sp. ht. of the magnetic oxide heated to redness is 0*1730 ; and 
the sp. ht. of strongly magnetic ferric oxide is 0*1794. 

J. J. Berzelius observed that precipitated, hydrated ferric oxide when heated 
loses water, and when passing from dull redness to bright redness it shows a 
calorescence similar to that described in connection with alumina, chromic oxide, 
and zirconia. The oxide thus becomes denser, less attacked by acids, and generally 
less sensitive chemically. L. Wohler found that ferric oxide is calorescent only 
when precipitated from boiling soln.; that precipitated from cold soln. becomes 
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culor^socut only wlieii well waslied with liot wat^r. J. Bolini said that the hydrated 
oxide caloresces as well when precipitated from cold soln. as it does froin hot soln. 
L. P. do St. Ctilles observed no calorescence with aged gels heated with water. 
F. Muck, and D. Tommasi observed no calorescence with the hydrogel obtained 
by oxidizing ferrous hydroxide or carbonate. J. J. Berzelius, and L. Wohler 
observed no change in weight occurs during the calorescence, although H. Forestier 
and G. Chaudron obtained a marked shrinkage ; J. J. Berzelius found the rate of 
solution in acids is decreased during the calorescence. The heating curves, obtained 
by K. Endell and R. Rieke, R. Wallach, and L. Blanc, show a sharp hump during 
the recalorescence period. K. Endell and R. Rieke observed that the material 
which showed the phenomenon had 0*5 per cent, of water. The calorescence temp, 
is 538"^. L. Blanc observed the calorescence temp, to be 400° with the oxide 
precipitated cold, and it is feebler with the oxide precipitated from boiling soln. 
The temp, depends on the previous history of the hydrated oxide. N. S. Kurnakoff 
and E. J. Rode gave 325°-400° for the calorescence temp, of bog iron ore. 
A. A. BaykofT gave 380° for the beginning and 550° for the end ; R. Wallach gave 
400°; K. Endell and R. Rieke, 450°; H. le Chatelicr, 950°; L. Wohler, 540° ; 
and at first it was assumed that two allotropic modifications exist. L. Wohler 
regarded the phenomenon as due to an increase in the grain-size of the oxide. 
K. Endell and R. Rieke, and R. Riier, to a change from the amorphous to the 
crystalline state; and this hypothesis is in agreement with the X-radiograms of 
J. Bohm of samples before and after calorescence. J. A. Hedvall, however, said 
that no oxide is amorphous, they are all crystalline or cryptoerystalline, and give 
identical X-ray spectra before and after heating to 1150°, showing that the 
calorescence is not caused by a change in structure. W. G. Mixter found that 
the thermal values of ferric oxide before and after the glow differ by 9*0 Cals, per 
mol. He calls this difference, the heat of polymerization. 

E. J. Kohlmeyer said that finely powdered ferric oxide sinters and shrinks in 
volume on passing through 920° to 950°, and there is a kink in the heating curve 
in this region. C. C. Furnas observed that just before sintering, powdered ferric 
oxide becomes very active, and tends to flow^ like water, assuming an almost zero 
angle of repose although no liquid is present. The phenomenon may be caused 
by an evolution of gas, or by an accumulation of electric charges on the particles— 
e.g. the “ boiling '* of plaster of Paris, and other powders when heated, and the allied 
phenomenon which occurs in the roasting of some sulphide ores. H. Rose, 
C. Zenghelis, and L. Eisner observed that there is an appreciable volatility of ferric 
oxide in the porcelain oven <1600°; and H. Moissan added that at 2000° ferric 
oxide can be sublimed in a crystalline form. A. A. Read, and H. Rose, however, 
show^ed that at these temp, the ferric oxide is more or less dissociated, forming a 
magnetic or ferro^ic oxide, consequently, not ferric oxide but rather ferrosic oxide 
w^ould volatilize at these temp. Even magnetite has a dissociation press, approxi¬ 
mating an atm. at 2500°. H. von Wartenberg and W. Gurr found that the mixture 
of oxides formed by the fusion of ferric oxide volatilizes rapidly at 1800°. 

In 1848, H. Rose noticed that when ferric oxide is heated in a porcelain oven, at 
about 1400°, and the cold product dissolved in acid, a blue precipitate is formed when 
potassium ferricyanidc is added to ilie soln. This was taken to mean that some 
ferric oxide is transformed by heat into ferrous oxide. C. F. Bucholz, J. J. Berzelius, 
and E. Mitscherlich showed by weighing that ferric oxide is dissociated at a white- 
heat, but J. L. Proust, 0. L. Berthollet, and J. H. Hassenfratz did not agree. 
J. A. Iledvall said that the oxide is stable at a red-heat; H. Moissan, that 
oxygen is lost when ferric oxide is heated in the electric arc furnace; H. Rose, 
in the porcelain oven; H. Tholander, at a white-heat; and W. Suida, at a 
bright red-heat. H. Warth added that the association of alumina with the ferric 
oxide makes it less liable to decomjio.se. E. D. Clarke said that the oxide on 
charcoal is reduced to metal in the oxyhydrogen flame, and that the metal then 
burns as a brilliant scintillation. 
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W. Siiida fodiul tliat at the temp, of a Bunsen hurner, ferric oxide is not reduced 
provided reducing agents be excluded ; but at a briglit red-heat or wliite-heat, 
ferric oxide and ferric silicates do suffer an appreciable reduction in air, or in an 
atm. of nitrogen. If heated with molten borax, ferric oxide and ferric silicates 
suffer a little reduction in air, or in an atm. of nitrogen or carbon monoxide, but in 
an atm. of oxygen, the reduction is sehr gerhig. The observations of C. F. Rammels- 
berg, C. Bodewig, R. Hermann, and F. L. Hahn and M. Ilertrich, N. A. Tananaeff, 
E. Selch, A. A. Read, atid H. Rose also show that very little loss occurs at the temp, 
of the blast gas-flame. According to E. J. Rode, there is a terrace in the heating 
curve of ferric oxide at 745°, and this is attributed to the formation of an allotropic 
oxide ; the fluctuations in the curve at 1280° are attributed to tlie elimination of 
oxygen. If hydrated ferric oxide is similarly treated, there is an endothermic 
reaction corresponding with an unstable modification of ferric oxide which is con¬ 
verted into the stable, crystalline oxide at 320° to 340°, with the evolution of heat; 
the crystalline oxide undergoes another transformation at 450°. J. (\ Hostetter 
and H. S. Roberts stated that the dissociation of ferric oxide into ferrous oxide 
and oxygen when it is dissolved in molten glasses occurs above 1300°, the exact 
temp, is dependent on the composition of the glass. The colour of pidtery glazes, 
admixed with ferric oxide, is very markedly altered by variations of temp, much 
below this. F. Wiist reported that the evolution of oxygen commences at 600°, 
and at 1050° the residue is Fe203.Fe0 ; at 1100°, Fe203.2Fe0; and at 1200°, 
Fe203.3FeO, W. Biltz found that with the partial press, of oxygen the same as 
it is in the atmosphere, the equilibrium dissociation temperatllTO for the Fe203 
-->Fe304 is 1970°, and for the dissociation Fe203->Fe, 3025° ; while W. D. Treadwell 
observed that at 1322°, the dissociation pressure of the oxygen from ferric oxide is 
0*21 atm., and 1 atm. at 1405°. G. P. Baxter and C. R. Hoover observed a constant 
difference in weight of about 0*004 per cent, in ferric oxide heated in the neighbour¬ 
hood of 1100° in a current of air, and in a current of oxygen. The oxygen value 
was higher, and they gave for the divssociation press., p mm. : 

1150 “ 1200 “ 1260 ° 1280 “ 1200 “ 

p . .0*5 1 0 2*0 40 100 mm. 

G. Charpy and S. Bonnerot gave 0*18 mm. at 800°, and 0*36 mm. at 900°. R. B. Sos- 
man and J. C. Hostetter showed that there is a measurable dissociation of ferric 
oxide heated in air at all temp, between 100° and 1300°, and that the amount of 
dissociation increases with temp. P. T. Walden reported for the dissociation press., 
f mm., of ferric oxide : 

1100 “ 1150 “ 1200 “ 1250 “ 1300 “ 1350 “ 1400 “ 

p. .50 7*0 90 20*0 59-5 166*0 4640 

so that the press, at 1350° is approximately equal to tlie partial press, of the oxygen 
of the atmosphere. W. Hempel and C. Schubert, and (\ Schubert said that the 
reaction : 6Fe203=4Fe304+02 sets in slowly at 1250°, and is complete at 1500°. 
R. Ruer and M. Nakamoto found that ferric oxide in dry nitrogen loses no weight 
when heated up to 1125° ; at 1150°, oxygen is lost until ferrosic oxide with 2 per 
cent, of dissolved ferric oxide is formed ; and above 1200° up to 1550°, oxygen is 
lost continuously when the substance melts, and when cold, the product is ferrosic 
oxide with 4 per cent, ferrous oxide in solid soln. They found the dissociation 
press, of ferric oxide in oxygen at 1150° is scarcely measurable ; at 1383° it is 0*20 
atm.; and at 1455°, it is 1 atm. This agrees with the observations of E. Greulich, 

H. 0. Hofman and W. Mostowitsch, A. Girard and G. Chaudron, and E. J. Kohl- 
meyer. With a constant press, of 10 mm., the isobar of ferric oxide was found, 
by A. Simon and T. Schmidt, to show a sharp break at 1300° corresponding with 
complete conversion of ferric to ferrosic oxide without the formation of any solid 
soln., or intermediate oxide —vide supra, ferrosic oxide. H. von Jliptner calculated 
for the dissociation press, at equilibrium for 2Fe203=4Fe-+-302, log p=28884T“i 
+1-75 log r-f 2-8; for 2FeoP3=:4Fe0+02, log p—29146r-i+l*75 logr+2-8; 
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aad for 3Fe208=2F80«+0, logp=-11466r-i+l-75 log T+2-8. The values of 
p atm., calculated from these equations, are respectively: 


Products 

600'* 

1000‘ 

1400“ 

Fe 

. 004o3326 

0-0,ol466 

0*0ia4724 

FeO 

0-02o1217 

0-0,i8017 

0*0ia3070 

Fe^O^ 

00ii3564 

0-0,3837 

1*394 

Products 

1600“ 

2000” 

2400“ 

Fe 

00«2263 

0-0,1304 

0083791 

FeO 

OO 3 I 652 

0-0,1009 

0*033726 

FeaO^ . 

. 17*41 

617-9 

8668-0 


Calculations 'w’ere also made by G. G. Brown and C. C. Furnas, L. Wohler and 
0. Balz, W. Biltz, H. 0. Hofman and W. Mostowitsch, and F. Wiist and P. Rutten. 
S. Hilpert could not verify P. T. Walden’s observations because the results varied 
considerably with the method of preparation, and th(‘ previous treatment of the 
ferric oxide, for the velocity at wliich equilibrium is attained, is extremely slow. 
The amount of ferrous oxide formed in air at 1300^^ did not exceed 5 per cent. He 
also said that the application of the thermodynamic formula to calculate the dis¬ 
sociation is untrustworthy. According to R. lb Sosman and J. C. Ilostetter, the 
solid phase produced by the dissociation, 3 Fe 203 = 2 Fe;/) 4 -t G, is a series of solid 
soln. ranging from Fe 203 to a point very near, if not at, Fe 304 . This hypothesis is 
confirmed by the optical properties of the residues with over 18 per cent. FeO, and 
by the pressure-composition isotherms at 1100 ^ and 120 ()\ If FeO denotes the 
percentage of ferrous oxide in the solid soln., and p mm., the press, of the oxygen 
in the solid soln.. Fig. 522 : 


FeaO^ 
FeO . 

^ jllOO® 

P \1200® 


plotted in Fig, 521. 
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Fig. 521.—^Dissociation Pressures 
in the System : Fe208-Fo304. 


Since the composition of the solid phase depends on the relation 
between the weight of the charge and the vol. 
of the space in which the oxygen collects, the 
results in which these facts have not been taken 
into consideration are untrustworthy. M. Tiger- 
achiold wrote the dissociation equation : 6 Fe 203 
— 4 Fe 304 + 02 , and using R. B. Sosman and 
J. C. Hostetter's data, gave for the equilibrium 
constant. A", which is here also the oxygen press., 
log A-- log -20,9461“^ +3-5 log J+O-OOl 157 T 

—0*6332. 0. C, Ralston, combining these data, 

and also those of P. T. Walden, gave log p— 
-23,550r~i +13*83. Ferric oxide at 1348" has 
an oxygen press, of 0*207 atm., so that it is stable 
in air up to this temp., and beyond that temp, it 
will lose oxygen. Ferric oxide would exert 1 atm. 
press, at 1430", and it could be heated in an atm. 
of oxygen up to this temp, without losing oxygen. 
Magnetite dissolved in ferric oxide would lower the 


dissociation press. No evidence was obtained of the existence of compounds of the 
two oxides above 1000°. The shapes of the curves are taken to show that there is 
a ^jontinuous series of solid soln. from Fe 203 to 90 per cent. Fe 304 . The steeper 
ends of the curves, and the flatness of the central portion of the curve at 1100° when 
compared with that of the central portion of the 1200° curve, indicated that it is 
possible that at a lower temp, the central portion will be horizontal. In that case, 
two immiscible solid soln. will be in equilibrium with one another—one soln. will 
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be Fe 208 with some dissolved Fe 304 , and the other conjugate soln., Fe 304 with some 
dissolved Fe^Os. The sloping ends of the curves would apply to unsaturated soln. 
M. Tigerschiold deduced for the oxygen press., p, of solid soln. with 97-1 per cent! 
of Fe 203 , log p= 20,946T’~i-|-3*5 log T-f'0*001157(T—600)-1-0*061; and for solid 
soln. with 10*31 per cent, of FcgOg, logp-:~22,08QT“i-f-3*5 log r+0 001157 
(r— 600)+0*061. These are the approximate boun- iqqq _ 

daries of the solid soln. of the system with ferric and ^ -1 ~ 

ferrosic oxides. The results, plotted in Fig. 522, show | ^00 - 

the fields of stability of these two oxides—vide infrUy ^ ^ 

ferric oxide. E. K. Wagner discussed the decom- § _^ 2^3 

position of the oxide in vacuum tubes. ^00 ~ --T^/l“ 

A. Smits and J. M. Bijvoet said that the two g 
oxides are not isomorphous, and that it is very im- ^ 
probable tliat there is a contiiiuou.s series of solid* soln. 0 

of ferric and ferrosic oxides; and A. Simon and HOO^J^miWISOO 


iWiWimuWiso(f 


T. Schmidt explained the limited solubility of ferrosic 
in ferric oxide as an example of G. F. Hiittig's theory 
of vagabond atoms within the crystal lattice. P. P. Fe- 
doteeff and T. N. Petrenko obtained solid soln. of the 


Fig. 522. — Oxygon Pres- 
surcH in the System FoaGg- 
FogO^ at Different Tom- 
l)eratiiro8. 


two oxides by oxidizing iron with a mixture of steam and air between 100° 
and 1100\ but not in the oxidation of iron by air alone. J. Huggett and co-workers 
said that their magnetic measurements indicate that 20 per cent, of ferrosic oxide 
can be dissolved in ferric oxide at 650°. The subject was also discussed by S. Hilpert 
and J. Beyer, H. S. Roberts and H. E. Merwin, P. Rarndohr, C. Benedicks and 
H. Lofquist, and E. D. Eastman. R. Ruer and M. Nakamoto obtained the com¬ 
position curve of ferric oxide after heating it in nitrogen at different temp. No 
appreciable loss in weight occurred until about 1150°, when an abrupt loss occurred 
and the product contained about 98 per cent, of ferrosic oxide and 2 per cent, of 
ferric oxide. Further losses occurred as the temp, was raised. It is assumed that 
no solid soln. are formed until the product with 98 per cent. Fe 304 is attained. The 
results contradict those of previous observers, unless some other interpretation is 
possible. The equilibrium conditions of ferric oxide in the pre.sence of carbon 
monoxide and hydrogen were studied by A. Matsubara, and others—wde supra. 
Figs. 500 and 501. W. von W, Scholten titrated electrometrically a soln. of ferrous 
sulphate with a soln. of hypochlorite, and observed that in an acidic soln., the 
values of the potential furnished a smooth curve from ferrous to ferric sulphate, 
but in alkaline soln., there was an irregularity corresponding wdth the presence of 
a solid soln. of ferrous and ferric hydroxides. 

E. J. Kohlra(*yer observed that ferric oxide begins to sinter at about 950°, and 
it is very marked at 1360° ; F. Sauerwald and G. Eisner studied the subject ; 
H. 0. Hofmaii and W. Mostowitsch observed a marked sintering after heating for 
half an hour at 1460°. The subject was also examined by J. A. Hedvall, 
and J. A. Hedvall and E. Helin. A. Brun gave 1300° for the melting-poillt; 
C. Schubert, 1500°; H. von Wartenberg and W. Gurr, 1570°; B. Garre, 1560°; 
and C. Doelter, 1350° to 1400°. These data do not represent true m.p., because 
R. Ruer and M. Nakamoto found that the product which melts in nitrogen at 1550° 
is ferrosic oxide with about 4 per cent, of dissolved ferrous oxide in solid soln. 
The m.p. of ferric oxide in the presence of enough oxygen to prevent dissociation 
has not been determined. W. Wicht observed that when ferric oxide is fused in 


the electric furnace, below 2000°, the product has the mol. proportion FeO : Fe 203 
= 10 : 1 ; H. Rose also noticed the partial reduction of ferric oxide during fusion 
—vide supra. S. Hilpert and E. Kohlmeyer found 1565° for a sample which, 
after melting, contained 10 per cent, of Fe 304 . C. G. Fink and C. L. Mantell 
observed that a sample at 1492° showed signs of softening, and it became fluid at 
1503°. Observations were also made by 0. Ruff and 0. Goecke. The possible 
allotropic changes have been discussed elsewhere. There is a definite transforma- 
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tioii point at about 700", and the best representative value of tins tr^omation 
' point is taken to be 678°. H. Forestier and G. Cliaiidron found that inixture.s ot 
ferric oxide witli ferrosic oxide, alumina, or chromic oxide, lower the transition 
temp. ; and H. Warth found that alumina makes ferric oxide more stable at high 

temp. ^ Q 

E. J. Kohlmeyer found that red ferric oxide becomes black at 920° to 950 ; 
it sinters strongly at 1370° and the evolution of oxygen begins ; the ])roduct 
(solid soln.) melts at 1470°, and becomes quite liquid between 1525°, and 1600°. 
The m.p. of ferric oxide in oxygen gas is 1562° to 1565°. There is a break in the 
cooling curve between 1250° and 1350°, and a second between 1028° and 1035°. 
E. J. Kohlmeyer interprets his observations by assuming that near 1525°, when 
re-melting occurs, the material has the composition 3 Fe 0 . 4 Fc 203 ; that the melt 
which gave the longest pause at 1470° had the composition SFeO.OFe^Ojj; and 
that which gave the longest pause at 1370° had the composition Fe 0 . 3 Fe 203 . 
From these results, he set up a temperature-constitution ferric oxide. K. B. Sosnian 
and J. C. Hostetter regard the alleged compounds as solid soln.- vide supra. 
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Fio. 523.—The Effect of Foreign Oxides Fio. 524.—Equilibrium Diagram of the 
on the Transition Temperature of Ferric Binary System: FeaGg-FejO^. 

Oxide. 


H. le Chatelier gave for the heat of formation (2Fe,30)^19i-4 Cals., and 
(2Fe0,0)=65'2 Cals. ; and for the conversion of ordinary to calcined ferric oxide, 
he gave 2*14 Cals. G. H. Brodie and co-workers gave (2Fe,30) --267-4 Cals, per 
mol. ; W. A. Roth, 198-5 Cals ; W. G. Mixter gave (2Fe,30)=192-2 Cals., (2FeO,0) 
=63-7 Cals., and 2 Fe 304 + 0 = 3 Fe 203 + 54-5 Cals.; and A. Simon arul T. Schmidt 
calculated for 2Fe304“>3Fe203-(-36-815 Cals. W. A. Roth and co-workers 
gave Fe203+3Cl2=2FeCl3+30+7-4 Cals. ; and Fe 0 +Fe 203 =Fe 304 -f 7-0 (\nls. 
M. Tigerschiold gave (2Fe,30)=197-l Cals. W. D. Treadwell gave 2 Fe 304 -f -^02 
= 3 Fe 203 + 49-5 Cals. 0. Dopke gave (2Fe,30) = 197-4 Cals. H. von Jiiptner 
estimated 4Fe-f302=2Fe203+132 Cals.; 4 Fe 0 + 02 = 2 Fe 203 -f 133-2 Cals.; and 
2 Fe304-f0=3Fe203+52-4 Cals. Observations were made by T. Andrews. 
G. S. Parks and K. K. Kelley calculated 197-5 Cals, for the heat of formation, —63-9 
for the entropy, and -178-4 for the free energy at 25°. A. C. Halfersteiu gave 
—107,748-f 63-55ir cals, for the free energy of the reaction 6 Fe 203 = 4 Fe 304 -f O 2 , 
and for the free energy of ferric oxide, —l./4’666+63-5143^, so that the free energy 
at 25° is —175,780 cals. J. Chipmaii and D. W. Murjjhy studied the subject/ 
R. Dallwitz-Wegener discussed the free energy of the compound, and K. K. Kelley, 
the entropy. 

E. A. Wiilfing observed that the indices of refraction of haematite for the 

a-, and (7-lines are respectively cu=2-904, 2-949, 2-988, and 3-042, and 
e= 2-690, 2-725, 2-759, and 2-797 ; while C. Forsterling gave for red, yellow, green, 
and blue light respectively <o=3-05, 3-11, 3-17. and 2-7 ; and e=2-87, 2-88, 2-92, 
and 2-84. U. R. Evans, and F. H. Constable studied the optical properties of thin 
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films of the oxide. Observations were also made by A. Kundt. G. Kalb, and 

L. Michel observed that the birefringence is strong; and the optical character is 
negative. According to E. B. Sosman and J. C. Hostetter, the observable optical 
properties of crystals of completely oxidized magnetite, and of haematite are not 
distinguished ; they are uniaxial, and negative ; e=2-74 for A=700^/x ; the bire¬ 
fringence is greater than 0*21’; and the co-absorption is greater than the €-absorption. 
For samples of ferric oxide heated at 1200°, and containing FeO per cent, of ferrous 
oxide: 

FeO . 0-58 5*60 12-99 16-11 17-79 

€ . . 2-74 2-73 2-72 2-71 2-71 

and CO—€ in the first case exceeds 0-21, and in the penultimate case exceeds 0-16. 
The refractive index of magnetite is 2*42 for A=700/x/i, and that of haematite is 
2*74, so that the refractive index is lowered by dissolved magnetite, but the lowering 
is not proportional to the amount of ferrosic oxide in soln. All this agrees witli the 
assumption that solid soln. of ferric and ferrosic oxides are formed when ferric oxide 
is heated to the temp, at which oxygen is given off. T. M. Broderick stated that 
some of the specimens of ha3matite assumed by R. B. Sosman and J. L\ Hostetter 
to be solid soln., contained residual free magnetite which was visible on polished 
surfaces under the microscope. He added that before assuming tlie presence of 
solid soln. in natural hrematite, the effect of free magnetite must be accounted for, 
and optical homogeneity must be shown in materials containing both Fe^O^ and 
Fe304. Tlie variation in the colour of reflected light from adjacent grains similarly 
oriented ; the a})parent lack of enougli magnetite to account for the magnetic 
properties ; and the differences in the behaviour of the grains on etching, all support 
the hypothesis that solid soln. are present. 

(\ Forsterling found the absorption coefficients for red, yellow, green, and ])lue 
light to be respectively 0*0875, 0*135, 0*173, and 0*377 for the ordinary ray, and 
0*0670, 0*111, 0-126, and 0*305 for the extraordinary ray. M. Kirnura and 

M. Takewaki studied the subject. Ferric oxide colours glass a yellowi.sh-brown, 
and ferrous oxide a bluish-green. The tinctorial effect of the latter is greater than 
that of the former. 8. English and co-workers investigated the effect of these oxide 
on the transmission of light of short wave-length by glass. The limits of trans¬ 
mission with the smaller proportions of oxide are : 


Oxide 

. O-OOf) 

0-010 

0-030 

0 060 per cent. 

Fea 03 -gla.sH 

. 20(M) 

2670 

2840 

2960 A. 

FeO-glass . 

. 20(K) 

2600 

2780 

2870 A. 


Observations were also made by G. Jaeckel, and D. Starkie and W. E. S. Turner. 
The effect changes on exposure to light, owing to the transfoimation of ferrous 
into ferric oxide. The converse effect was noticed by W. W. Coblentz and 
R. Stair when the glass is heated in a gas-flame, owing to the presumed reduction 
of some ferric to ferrous oxide. .The subject was studied by A. Ruttenauer, and 
A. Salniony. The scattering of light by suspended particles was measured by 
G. I. Pokrowsky. W. W. Coblentz observed that the ultra-red reflecting power 
was about 12 ])er cent, from Ijx to 13^; whilst J. Konigsberger found for light 
vibrating perpendicular to the principal axis, 25*71 per cent., or for light 
vibrating parallel to the chief axis, 22*86. per cent. J. Hofmann found the 
emission spectrum in the blue is greater than in the red. R. Eisenschitz and 
A, Reis, and E. Doniek made observations on this subject. M. Kahanowicz found 
that the energy, Ey emitted between 30()° and 1100° follows the fourth power law, 
^=1*30 X 10~i^2'‘^e" 380 - 3 / 7 ’ radiation energy was also discussed by E. Schmidt, 
V. Polak, C. P. Randolph and M. J. Overholser, I. Langmuir, F. Warasler, 
M. Kahanowicz, and F. Paschen. According to J. Konigsberger, the absorption 
coeff., a, for the long heat waves are a=26 for A—0*5 to 4*0/x; a—24 for A=l*6 to 
4*0/Lt; a=17 for A=4*0 to 40^ ; and a=47 for A=15 to 40/x, F. Rinne found that 
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the pleochroism of samples from Tvedestrand and Strassfurt is to brownish-red, and 
€ yellowish-red ; and H. Tertsch, with a sample from Vesuvian ash, co=dark blood- 
red, and e yellowish-red. The spark spectrum of haematite was observed by 
A. de Gramont, and W, N. Hartley and H. Ramage. M. Kimura and M. Takewaki 
found that the oxide is opaque for ultra-violet light. G. K. Burgess and P. D. Foote 
found that the ultra-red emissivity of ferric oxide for radiation of wave-length 
A=0*65/x varies from 0-98 to 0*92 over the interval 800° to 1200°; and the total 
emissivity increases from 0*85 at 500° to 0*89 at 1200°. K. Hild studied the 
total radiation of the oxide at 800° to 1400°. H. A. Barton and co-workers 
studied the emission of positive ions by the ferric oxide catalyst for ammonia. 
J. Ewles, and A. Pochettino found that the mineral exhibits a green cathodo- 
luminescence, but W. Crookes observed none. M. Ishibashi studied the effect 
of cathode rays. C. B. Thwing found the dielectric constant of ferric oxide 
to be 14*20. According to J. A. Fleming and J. Dewar, the dielectric constant of 
water at —185° is very greatly increased in the presence of ferric oxide, but, from 
the slope of the curve, at lower temp., the effect would probably become less. 
A. Dufour showed that the spectral line 5789*7 A. shows the Zeeman effect when 
in a magnetic field of 28,000 gauss parallel to the lines of force. C. Doelter, and 
W. Ackroyd and H. B. Knowles measured the absorption of X-rays by ferri(; oxide ; 
and C. H. Kunsman, the emission of positive ions. P. Martin observed the Kerr 
effect parallel to the chief axis evidenced by a positive rotation of 0*2" and it increases 
towards the violet; and H. E. J. G. dn Bois observed no Kerr effect vertical to the 
chief axis of hseinatite. S. Loria observed a smaller rotation than 0-2" when taken 
parallel to the base. G. A. Dima found that the photoelectric effect of ferric 
oxide is smaller than that of ferrous oxide. H. A. Barton and co-workors, and 
E. Badareii observed the liberation of positive ions by heated ferric oxide. 
A. Wehnelt observed no emission of electrons at 1600°, but F. Jentzsch observed 
the effect. The thermionic emission of electrons between 2000° and 2500° w^as 
studied by G. P. Thomson, G. W. C, Kaye and W. F. Higgins, and A. K. Brewer; 
the surface electrons, by J. E. Nyrop; and the reflection of electrons from a film 
of ferric oxide, by E. Rupp‘and E. Schmidt. R. Whytlaw-Gray and co-workers, 
and E. Thomson found that the particles which exhibit the Brownian movement 
form straight chains under the influence of an electrostatic field. 

R. J. Haiiy observed that haBmatite is electrified like glass when it is rubbed 
with a handkerchief. The electrical conductivity of ferric oxide is good compared 


with that of many other metal oxides. 
lOOfK I20(?K l^ti ISlxfK G. Cesaro reported that the electrical con- 
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^ ^ ductivity of haematite is negligibly small; 
^ § and F. Beijerinck obtained a similar result, 
but added that martite is a good con- 
7 ductor, and that the conductivity in- 

^ “ creases with rise of temp. Observations 
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the electrical resistance of haematite to 





Wm 


S 










m 








P 





vm 


73i 

i., 

1 




□ 



1 

u 





ser ISO'' ss(f neo" m'' 

Fig. 626.—Electrical Resistanc 
Thermoelectric I’ower of Ferrous 


vary from 1430*52 to 6500 ohms. R. D. Harvey studied the subject. H. Back- 
strom found that the mineral is a good conductor, and that the conductivity 
of the crystal is different in different directions. Thus, the conductivity in the 
direction of the principal axis (0001) is nearly double what it is when perpendicular 
to that axis. If Rc denotes the electrical resistance in the direction of the principal 
axis, and Ra, the electrical resistance in a direction inclined to that axis, then, at 0°, 
i?e=80*8, and J?a=40*8; at 17°, 7?e=fi8*7, and ^^=35*1 ; and at 100°, Rc^33-l 
reduced to a length of 1 sq. mm. section ; and R^^IS'S. The ratios RJRa 
respectively 1*98,1*96, and 1*81, while at 236*7°, the ratio is 1*55. For a temp. 0°, 
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between 0° and 80°, the resistance, R, in a direction parallel to the chief axis, is 

—0*065162103); and the resistance in a direction 
perpendicular to the chief axis, R==jRo(l“‘O*O127960+O*O3llO802_o*O64646403), 
The resistance of hjcmatite was 38*4 ohms at 19*9° when 3*01 per cent, of moisture 
was present. Heating a specimen to 1000° and cooling rapidly gave a specimen 
which was a poor conductor, but with slow cooling the conductivity was greater. 
J. Konigsberger and co-workers, 0. Reichenheim, and K. Baedeker obtained results 
in agreement with these values. J. Rosenthal observed that the conductivity of 
compressed ferric oxide is perceptible at 300°, and increases as the temp, rises. 
A. A. Somerville found the resistance of a rod at 252° was 10^ ohms, and only 
80 ohms at 1100°. Observations were made by S. Hilpert and E. Kohlmeyer, 
J. A. Osteen, J. Konigsberger, S. Veil, C. C. Bidwell, G. Reboul and E. Bodin, 
6. Reboul, and B. Bodin. G. C. Bidwell’s results for ferric oxide are summarized 
in Fig. 525. The electrical resistance is represented in terms of logjo RjT^l^y where 
T denotes the absolute temp., and R the resistance. There are breaks in the curve 
at 1320° and at 730°. T. W. Case observed no change in the electrical resistance 
of haematite on exposure to light. E. Diepschlag and F. Wulfestieg studied the 
high temp, electrical conductivity of ferrosic oxide mixed with silica, magnesia, 
or alumina. T. Frey observed no unipolarity in the compressed powder of ferric 
oxide. 

Observations on the thermoelectric force of ferric oxide were made by T. J. See- 
beck, and W. G. Hankel. According to H. Backstrom, the thermoelectric force 
between copper and hsematite is such that a current flows from the base of the 
crystal through the hot junction to the copper with an e.m.f. of 0*0002879 volt per 
degree rise of temp., but if the hot junction is parallel to the chief axis, the e.m.f. 
is 0*0003138 volt per degree. J. Konigsberger and J. Weiss obtained 0*0005 volt 
per degree at about 50°. C. C. Bidwells results for ferric oxide against platinum 
are summarized in Fig. 525. There is a transformation point between 710° and 
730°, and one at 1320°. There is a reversal in sign at 1125°. J. Konigsberger 
discussed the theory of the thermoelectric force of ferric oxide against the metals. 

W. D. Treadwell measured the press, of the oxygen in the transformation 
Fe203->Fe304 from the electromotive force of the oxide against an electrode of 
molten silver sat. with oxygen in the cell Fe304,Fe20 [molten borax or glass j 02,Ag 
between 800° and 1193°. The result is 0*262 volt, from which it is calculated 
that 2Fe304+J02=3Fe203+61*3 Cals.; 0*897 volt was obtained for the cell 
Fe,FeO | electrolyte j 02,Ag, from which it follows that 3Fe0+^02=Fe304+74*2 
Cals. ; and 1*040 volt for the cell Fe,FeO | electrolyte j 02,Ag, from which it follows : 
Fe-t-4^2“^®0+^^'^ W. I). Treadwell gave for the e.m.f. of the cell 

Fe304,Fe203 j electrolyte j O2, in volts: 

980® 1000® 1010® 1018® 1060® 1080® 1080® 1100® 

E.m.f. . 0-285 0-262 0-285 0-251 0-229 0-213 0-225 0-200 

and the value at 1100° is in good agreement with the value calculated from 
the -dissociation press. E. Liebreich, and E. Liebreich and F. Spitzer 
gave for the e.m.f., E volt, at 20°, of the cell Fe2031 KC1,H2S04 j Fe, £'=0*090 ; 
Fe203|KCl,HoS04|KCl,HgCl2|Hg, £=-0*526; and Fe203|KCl,Na0H|KCl,HgCl2| 
Hg, £=-0 •520. For single crystals in the cell: Fe203naturai | Cone, feebly 
acidified soln. ZnS04 j Zn, G. Szivessy gave £=1*3335 volt at 18°. V. H. Gotts- 
clialk and H. A. Buehler found that the electromotive force of haematite against 
copper in distilled water is 0*08 to 0*26 volt. S. B. Christy, and A. von 
Oettingen measured the potential of ferric oxide in soln. of potassium cyanide. 
K. Fischbcck and E. Einecke observed only 1 per cent, reduction of ferric oxide 
used as cathode, and this was attributed to the effect of impurities, or of occluded 
hydrogen. F. Peters, when comparing the capacities of accumulators with negative 
plates of natural and artificial ferric oxide, obtained no evidence of the electrolytic 
inactivity of ferric oxide indicated by T. A. Edison, and P. de Beaux. The subject 
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was discussed by 0. Pattenhausen. K. Fischbeck E. Einecke studied the 
electrolytic reduction of solid ferric oxide; K. R. Dixit, the potential; and 
S. Borowik, the electrolytic valve action of ferric oxide. 

Ferric oxide is usually paramagnetic, but it also exists in a ferromagnetic form 
both in nature and as a synthetic product; and this even in the absence of magnetite. 
HsDmatite may not only have a feeble magnetic power, but it may also exhibit 
polar magnetism. J. Pliicker said that the relative magnetic powers of iron and 
hccmatite are as 100,000 : 759. The magnetic power of haematite was also noted 
by M. Faraday, L. F. Nilson and 0. Pettersson, T. J. Seebeck, A. C. Becquerel, 
E. Colardeau, C. B. Greiss, C, F. Eammelsberg, A. Streng, H. A. J. Wilkens and 
H. B. C. Nitze, F. Bitter, R. Forrer, and T. L. Phipson. W. M. Mordey said that 
an alternating current magnet with haematite powder does not form radical lines 
of force about the poles as with ordinary ferromagnetic substances, but the 
powder arranges itself in rings. According to J. L. Smith, ferric oxide is 
magnetic when it contains small proportions of cobalt or nickel oxide. The 
magnetic properties of ferric oxide have been attributed by F. J. Malaguti, 

S. de Luca, J. L. Smith, S. H. Emmens, G. Gilbert, A. Collon, 0. Miigge, 

T. T. Smith, W. H. Newhouse and W. H. Callahan, L. Duparc and co-workers, 
S. Hilpert and co-workers, R. Chevallier, R. B, Sosrnan and J. C. Hostetter, 
P. A. Wagner, G. Frebold and J. Hesemann, D. P. R. Chaudhuri, V. Daniloff 
and co-workers, 0. Baudisch, A. Quartaroli, G. Jouravsky and co-workers, 
H. Sachse, G. E. Allan, and G. E. Allan and J. Brown to the presence of ferrous 
oxide, ferrosic oxide, or a ferrite. H. A. J. Wilkens and H. B. C. Nitze, and 
S. Veil discussed the magnetic separation of ha3matite. 

According to 8. Hilpert, since ferrosic oxide is constituted Fe 0 .Fe 203 , 

z.e. ferrous ferrite, Fe(Fe02)2» or (FeO) ' (Fe^O,^)", the magnetic property is attri¬ 
buted to the acidic radicle. When ferrosic oxide is oxidized to red, ferromagnetic 
oxide, only the base ferrous oxide is oxidized to form ferromagnetic ferric oxide 
constituted (Fe^Os)*^ ( 2 Fe 203 )~. Consequently, S. Hilpert assumes that metastable, 
magnetic ferric oxide is constituted Fe’"(Fe 03 )"', ferric orthoferrite, whilst the 
non-magnetic ferric oxide is constituted Fco’^Os". R. B. Sosrnan referred the 
magnetic qualities to the spacing and orientation of the iron atoms, without reference 
to the other atoms of the molecule. E. V. Shannon said that terrestrial ferro¬ 
magnetic ferric oxide is not the same as the product of the oxidation of meteorites. 

G. E. Allan and J. Brown found that both haematite and artificial ferric oxide 
become magnetic when heated in a magnetic field, and on cooling from 1000^, 
both oxides become permanently magnetized, presumably owing to the formation 
of ferrosic oxide. In hydrogen, the temp, at wliich the magnetic power is acquired 
is higher (SOO'^), and is more sharply defined thamit is in air. The curve showing 
the relation between the magnetic jiower and temp., in hydrogen, has maxima at 
425°, 575°, and 750°, and these breaks are supposed to indicate the optimum temp, 
for the various stages in the reduction of ferric oxide by h}'drogen. H. Moissan 
observed that ferric oxide becomes magnetic when heated in the electric furnace, 
and A. A. Read, when it is heated in the oxyhydrogen flame. The phenomenon is 
here attributed to the formation of magnetic ferrosic oxide, and not to the forma¬ 
tion of ferromagnetic ferric oxide. V. Rodt obtained the ferromagnetic oxide 
by heating the product of the oxidation of hydrated ferrous or ferric oxide to 210°. 
W. H. Albrecht and E. Wedekind found that the magnetic susceptibility, x 
units, of the hydroxide prepared by R. Willstiitter and co-workers’ process had a 
susceptibility : 

Ago ... 0 1 1-5 4 6 25 30 

Mols. HjO . . 2 01 1-6 1-31 1-27 1-22 1 08 10 

XXl0« . . . no 191 192 192 155 99 60 

When prepared by precipitation from ferric nitrate soln., by ammonia at different 
temp.: 
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Temp. 
Mola. HnO 
XXlO® “ . 


Hot-washed 


0° 25° 50° 

1-43 1-02 1-45 

285 324 323 


100 ° 

M2 

255 


0 ° 

2-37 

203 


Cold-washed 

* - - 

25° 50° 100° 

2-U 200 1*38 

261 257 230 


For tLe different liydrates : 


HaO . 40 

XXl0« . . 85 


3-5 

140 


21 

158 


1-2 

159 


0-5 

210 


and for ferric oxide prepared, at different temp., from iron pentacarbonyl : 

815“ 725“ 575“ 450^ 

xxl0« . . 260Q 1100 1600 1200 


According to E. Wilson, if the magnetic susceptibility of magnetite is 10, 
that of red haematite is 0-00020. P. Hausknecht, T. T. Smith, G. Dupouy, J. R. Ash¬ 
worth, G. F. Hiittig and H. Kittel, L. Blanc and G. Chaudron, H. Sachse, A. Serres, 
M. Faraday, J. Konigsberger, S. Meyer, E. Feytis, P. Weiss and R. Forrer, 
J. Plucker, G. Wiedmann, F. J. Malaguti, L. Kiilp, S. Henrichsen, A. Ditte, 
F. Rinne, C. F. Rammelsberg, A. Delesse, G. A. Kenngott, A. Liversklge, 
T, L. Phipson, G. B. Hogeiiraad, A. Abt, F. Schalch, F. Stiitzer and co-workers, 

J. Kunz, B. Bavink, and E. Wilson and E. F. Ilerroun made comparative measure¬ 
ments of the magnetic susceptibility of ferric oxide. W. Hagen compared the 
susceptibilities of ferric oxide and chloride. R. Wallach measured the relative 
susceptibilities of ferric oxide prepared (i) by ammonia precipitation from a cold 
dil, soln. of ferric chloride ; (ii) from hydrated ferric hydroxide obtained as just 
indicated, but heated in boiling water ; and (iii) by the action of water on sodium 
ferrite. The first oxide gave a marked break in the heating curve at about 350^", 
and the third gave a break at about 750'^. W, H. Albrecht found that ferric oxide 
obtained by calcining ferrosic oxide at 650°, 700°, and 1000°, in oxygen, had a 
magnetic susceptibility ranging from 3-4xl0~® to 88x10“® mass unit; and 
samples prepared by heating hydrated ferric oxide had values ranging from 22 x 10“® 
to 34x10“® mass unit. G. Wistrand gave 60*7x10“®; E. Wedekind and 
W. H. Albrecht gave ;](~220xl0“® to 2600x10“® for ferric oxide obtained by the 
combustion of iron pentacarbonyl; L. A. Welo and 0. Baudisch, 144,000x10“® for 
the oxide obtained from ferrosic oxide at 300°, and 2700 X 10“® for the oxide obtained 
from ferrosic oxide at 550°. E. F. Hcrroun and E. Wilson, 22,800x10“® to 
55,000x10“® for the oxide obtained ])y dehydrating lepidocrocitc, y-Fe 203 .ir 20 ; 
128,000x10“® for the oxide obtained from ferric oxide; 34,7tK)x 10“® for the 
oxide obtained from ferrous oxalate ; 63xl0~® for the oxide obtained from basic 
ferric acetate; and 4400x10“® for powdered iron-nust free from ferrous oxide; 

K. Honda and T. Sone obtained for commerci.il ferric oxide, 20*6x10“® at 10*5° 

to 17-5°; G. Berndt, 262 xlO-® for gauss, and 354x10“® for //=201-7 

gauss ; and R. Chevallier, 122,000 X 10“® for the oxide obtained from ferrosic oxide 
at 400°; and 12,700x10“® for the oxide obtained from ferrous sulphate soln., 
soda-lye, and hydrogen dioxide. The effect of impurities on the susceptibility 
was examined by E. F. Herrouu and E. Wilson, J. Huggett and G. Chaudron, and 
S. Veil. J. Konigsberger, S. Meyer, and G. Berndt found that the susceptibility, x, 
decreases with an increase in tli^e strength of the magnetic field ; but L. A. Welo 
and 0. Baudisch found that the susceptibility of ferric oxide obtained by oxidizing 
ferrosic oxide increases as the fiold-strengt-h increases up to 65 gauss. G. F. Hiittig 
and H. Kittel found that the values varied with the mode of preparation; for a 
specimen of Fe 203 , the magnetic susceptibility was 22*8x10“® mass unit; and 
after heating in oxygen 4 hrs. at 600°, 57-6 X 10“® mass unit. The dissolved oxygen 
thus raises the susceptibility. The oxygen is adsorbed on the surface, or it is 
diffused in the lattice. A. Krause and co-workers attributed the magnetic 
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properties to the —Fe= 02 =Fe— group, and represented the constitution of 

ferromagnetic y-FcoOa, by 

Fe<®>Fe 
I I 

() O 

I O I 
Fo<()>Fe 


According to E. F. Herroiin and E. Wilnon, for a maximum fie Id-.strength, 
//- 180 gauss, the permeability is a maximum,/x—3*68; the coercive force, //^=64-7 
gauss ; and tlie remanent induction, /i^.—252 gauss. The remanence was studied 
W E. Holm, C. B. Greiss, A. Delesse, A. Abt, and R. B. Sosman and J. (\ Hostetter. 

T. T. Smith observed that the 
normal magnetization curve of 
hsematite has a sharp rise followed 
by a slow increase which is jiro- 
portional to the field-strength. Tlie 
loss of energy bv hysteresis in¬ 
creases with an increase in the 
maximum field until it attains a 
constant value, about 150 gauss. 
H. Forestier and (1. C^haudron found 
that the coeff. of magnetization of 
ferric oxide varies with the thermal 
and magnetic treatment to which 
tlie sample is subjected. Starting 
with an oxide devoid of all mag¬ 
netization, the magnetization-tem¬ 
perature curve shows an increase 
in the coefficient of magnetization 
up to 600" ; this is followed by a sharp decrease, which ends at 675". The 
magnetization-temperature curve obtained on cooling is separated from that 
obtained on heating below 600", and the coefficient of magnetization increases 
on cooling down to the ordinary temp. On repeating the experiment with the 
same sample, a curve is obtained which is rigorously reversible and siijierposable 
on the cooling curve of the first experiment; moreover, the sample is now 
polarized. Magnetization can be destroyed by heating beyond 675" and cooling 
in a non-niagnetie field. Under the same conditions with magnetite and ferrites, 
a very sharp increase in the coefficient of magnetization is obtained. The 
subject was also discussed by J. Huggett and G. Ohaudron, E. Chevallier, and 

G. Berndt. R. B. Sosman and E. Posnjak 
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520.--Hysteresis Loops of Magnetite and 
Ferromagnetic Ferric Oxide. 
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found that the hysteresis loops of mag¬ 
netite, and ferromagnetic ferric oxide— 
natural and artificial- -are different. 
Fig. 526. C. W. Heaps, and C. W. Heaps 
and J. Taylor observed the Barkhausen 
effect in the magnetization of crystals of 
hicmatite. J. Kruckeiiberg studied the 
magnetostriction of ferric oxide. 

According to H. Sachse, and H. Sachse 
and R. Haase, the regular ferromagnetic 
ferric oxide is unstable at all temp. The 
susceptibility lost about 60 per cent, of 
its original value in 4 years, and at the same time, the faculty of transformation 
is greatly increased. The effect of temp, and time on the susceptibility is illustrated 
in Fig. 527. The curves show a period of induction. The unstable ferromagnetic 


0 I ? 3 ^ 5 6 7 8 9 10 n IF hr^ 


Fig. 627.—-The Effect of Time and Tem- 
jierature on the Magnetic Susceptibility 
of Ferromagnetic Ferric Oxide. 
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oxide is a pseudoniorph after magnetite, and this changes to that of ordinary, 
stable ferric oxide. H. Sachse studied the X-radiograms. 

E. F. Herroun and E. Wilson found the magnetic susceptibility of lueiiiatitc to 
range from 25*()xl0-« to 36*8x10“® ma-s unit, and that of specular iron ore from 
107xl0~® to 517x10"®. 0. Urenet obtained values ranging from 316x10“® to 
9x10“® for tlie roeff. of magnetization. T. D. Yensen studied the magnetization 
of thin 61ms. J. Tyndall and H. Knoblauch, J. Kunz, 0. Miigge, A. Girard and 
G. Chaudron, B. Bavink, and T. T. Smith studied the relation of the magnetic held 
and the axes of the crystal on the magnetization. J. Westman found that a crystal 
of luTmatite is paramagnetic in all directions, but the magnetic susceptibility in the 
direction of the principal axis, (0001), is only a few hundredths of its value taken 
perpendicular to the chief axis. Thus, the magnetic susceptibilities in absolute 
units, with a held-strength, H, are : 

H ....... 4H (iO 72 Mean 

Perpeiidieular to cliief a\i8 . . 1*780 1'840 1 000 1*840 

Parallel to chief axis . . 0*050 0*073 0*093 0*072 

K. Honda and T. Sone found that the magnetic susceptibility, )( mass units, of 

paramagnetic ferric oxide increases as the temp, rises from —173'’ somewhat as 

follows ; 

-173^ -52" -4-5" 104" 371" .500 OOCC 817° 130r 

xxl0« . 13*9 15*4 20*4 21*2 25*1 32*4 14*7 14 7 12*0 

The rapid increase in the susceptibility in passing from about 0° to 596'’ is attributed 
to the presence of traces of magnetite. The rapid decrease in the susceptibility 
from about 596'' represents the known magnetic transformation on magnetite at 690°. 
The curve Fig. 527, rejiresents the susceptibility of luematite at elevated temp. 
Hence, it is inferred that the susceptibility of pure haunatite would sufFer a small 
decrease on raising the temp, from - 190° to 1300°. When ordinary paramagnetic 
ferric oxide is cooled, the susceptibility falls rapidly down to —40°, and thereafter 
very slowly ; from —40° to *- 185°, the curve is reversible, but when w’armed above 
—40°, if ill a magnetic held, the ha3matite becomes ferromagnetic, so that at room 
temp., the susce])tibility is nearly twice the value of the original sample. With 
further heating to about 600°, the susceptibility increases irreversibly in the magnetic 
held, and then rapidly falls to the original value at about 690°. Above this temp., 
no marked change occurs, and what there is, is reversible. On cooling below 690° 
in a magnetic held, the susceptibility increases as the temp, drops to room temp. 
The susceptibility induced by this Jieat-treatnient is much below that of magnetite, 
but during the change of temp, from —10° to hCKr, if carried out in a magnetic held, 
the material becomes ferromagnetic. 

8. Hilpert gave 500° for the Curie point, he also found an irreversible trans¬ 
formation which occupies some days at 400°, a few hour> at 5(K)' ; and is almost 
instantaneous at 700°. J. Huggett and G. Chaudron gave 675° for the Curie point ; 
and there is an anomaly at 570° which is attributed to the j)resencc of a little 
magnetite. R. B. Sosman and E. Posnjak found that natural ferromagnetic ferric 
oxide becomes jmramagnetic at 750°. E. F. Herroun and E. Wilson observed that 
the effect of temp, on the susceptibility is greatly influenced by the mode of pre¬ 
paration of tlie samples; and L. Blanc and G. (’haiidron, by the grain-size of the 
material. R. B. Sosman and E. Posnjak also found that ferromagnetic ferric oxide 
undergoes two types of inversion at high temp.: (1) A reversible inversion, con¬ 
sisting in a relatively sudden change from ferromagnetic to paramagnetic at a temp, 
not far above 5(X)°. On cooling, the ferromagnetic condition is again assumed. 
This inversion is similar to tho.se in metallic iron and in magnetite, although at a 
different temp. (2) An irreversible inversion, consisting in a complete loss of the 
ferromagnetic property, the oxide becoming like ordinary paramagnetic Fe 203 
and perhaps identical with it. This change occurs at an increasing rate as the 
temp, rises, being slow’ at 500°, while it is complete in a few minutes at 650° and 
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higher. L. A. Welo and 0. Baudisch observed that when magnetite is oxidized 
to ferric oxide at 220®, there is an increase in the maximum magnetic permeability 
from 2*93 to 3*39, and when magnetic ferric oxide is heated to 550° in nitrogen, the 
permeability falls to 1*045, the value for non-magnetic haematite. Magnetite can 
be heated at 800° in an inert atm. without permanent loss of permeability. 
L. H. Twenhofel observed the transition from ferromagnetic to paramagnetic ferric 
oxide occurs at 500°, and by heating natural ferrosic oxide, ferromagnetic ferric 
oxide can be obtained at 800°. J. Huggett and 6. Chaudron also found that ferro¬ 
magnetic ferric oxide is irreversibly transformed, into the non-magnetic variety, 
when heated to a high enough temp., and heat is at the same time evolved. The 
reversibility with the ordinary, impure oxide is attributed to the elevation of this 
temp, above tlie point of magnetic transformation. The magnetite break occurs 
at 570° with specular ferric oxide, and raartite. The Curie point occurs at 620°. 
There is a maximum in the curve with the purified oxide at 350°, and this is taken 
to represent the transformation temp, for the passage of ferromagnetic ferric oxide 
to the ordinary oxide. R. Yoshimura noted that the presence of chromic oxide 
lowers the transformation temp. H. Abraham and R. Planiol, L. Blanc, and 
L. Blanc and G. Chaudron observed that the magnetic form is coiivert(‘d into the 
non-magnetic from at 600° to 650° ; R. Chevallier said that there is a rapid decrease 
in the ferromagnetism at 600° to 700°, but is not completely gone at 745° ; R. B. Sos- 
man and E. Posnjak said that the irreversible change is slow but noticeable at 500°, 
and that it is rapid at 650°. The change at approximately 678°, which may involve 
a re-crystallization of the oxide, is probably associated with the rearrangement of th(j 
atoms in the molecule where the metastable, ferromagnetic molecule forms the 
stable molecule of paramagnetic haematite. The Curie point where there is a 
reversible loss of ferromagnetism is probably not associated with any molecular 
rearrangement of the molecule of ferric oxide; at any rate, the X-radiograms of 
iron, and of magnetite show that no change occurs in the space-lattice of the crystals. 
The reversible loss of the ferromagnetism of ferric oxide occurs just over 500°, 
a temp, which is lower than 593*5°, the Curie point of magnetite. It is thought 
that the magnetic cliange is associated with the electrons in one of the first three 
shells of electrons of the atom of iron. K. T. Compton and E. A. Trousdale, and 
A. H. Compton and 0. Rognley could not detect any change in structure when 
crystals of hcematite are placed in a strong magnetic field. 

J. Beyer found that in a series of solid soln. of ferric and ferrosic oxides, the 
magnetizability decreases as the proportion of ferric oxide increases, and with 
over 82 per cent., it becomes zero. J. Huggett and G. Chaudron examined the 
magnetic properties of mixtures of ferric and ferrosic oxides as they were raised 
quickly to 800°, and then cooled. The regular magnetic transformation of magnetite 
at 570° appears in all mixtures with up to 90 per cent, of ferric oxide; there is a 
magnetic anomaly at 670° with high proportions of ferric oxide, and at 650° with 
mi:^ures having from 10*35 to 80*54 per cent, of ferrosic oxide. The anomaly 
could be faintly traced with mixtures having a little more ferrosic oxide. It is 
assumed that mixtures with up to 10*35 per cent, of ferrosic oxide are solid soln. of 
ferrosic oxide in an excess of ferric oxide, and that the transformation point is 
lowered by increasing proportions of ferrosic oxide until, at 10*35 per cent., the 
solid soln. is saturated, and any further addition of ferrosic oxide will remain as a 
new solid soln. of ferric oxide in ferrosic oxide, and the new solid soln. does not 
mix with the sat. soln. of ferric oxide in ferrosic oxide. The solid soln. of ferrosic 
oxide in feme oxide is sat. when 80*54 per cent, of ferric oxide has dissolved, and 
any further addition of ferrosic oxide produces soln. of magnetite that are not sat. 
with ferric oxide. The magnetic transformation of ferrosic oxide in the range 
tested is not altered by the ferrosic oxide being in solid soln. The temp, of the 
polymorphous change of the ferric oxide is definitely lowered by increasing pro¬ 
portions of ferrosic oxide. R. B. Sosman and J. C. Hostetter found the suscepti¬ 
bility to be proportional to the amount of ferrosic oxide present in soln. No 
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indication of intermediate compounds was observed by R. B. Sosman and 

J. C. Hostetter or by J. Huggett and G. Chaudron. R. Becker and H. W. F. Freund- 
licb studied the disposition of colloidal particles of ferric oxide on the surface of 
a magnetized iron plate. 

The chemical properties of ferric osdde. —The transformations of hjcmatite 
in nature have been discussed by J. R. Blum,i3 A. H. de Bonnard, E. von FederofE 
and S. N. Nikitin, A. Frenzel, T. Grandjean, G. Grattarola, R. C. van Hise, 
H. A. Miers, R. Pumpelly, and G. Tschermak. H. Wedding and T. Fischer found 
that hcematite absorbs 0*0002 to 0*0008 mgrm. of hydrogen per gram—W. A. Lazier 
and H. Adkins said that none is absorbed. Ferric oxide is reduced to iron when 
heated in hydrogen. G. Magnus said that the lowest temp, at which reduction 
occurs is a little above the b.p. of mercury, namely, 357"^. If reduced at the lowest 
possible temp., the metal is pyrophoric ; H. Moissan obtained the pyrophoric metal 
by reducing the oxide at 440°; if, however, the oxide be reduced at higher temp. 
— e.g, 600°—the product is not pyrophoric. Observations on the action of 
hydrogen on ferric oxide were made by G. E. Allen and J. Brown, A. Brun, 
H. Fleissner and F. Duftschmid, A. C. Fieldner and A. L. Feild, C. G. F'ink 
and C. L. Mantel, S. Hauser, P. Sabatier and J. B. Senderens, H. Nishimura, 
C. Kroger, M. 0. Kharmadaryan and G. V. Marchenko, and F. Stromeyer. 
R. Yoshimura discussed the use of ferric oxide in oxidizing the hydrogen in 
water gas. W. A. Lazier and H. Adkins discussed the adsorption of hydrogen. 

C. R. A. Wright and A. P. Luff said that the reduction occurs at 245° ; and 
F\ Glaser said that the reduction occurs at 245°; reduction was observed during 
4 hrs.’ heating at 283°. E. Vollgold said that hydrogen acts vigorously at 475°. 
M. Siewert reported that ferric oxide is not reduced at 270° to 280° by hydrogen ; 
at 280° to 300°, ferrous oxide is formed ; and above 300°, at about 357°, the metal 
is produced. H. S. Taylor and R. M. Jiurns found that even after 26 days, the 
reduction of ferric oxide by hydrogen is not completed at 450°. G. B. Taylor and 
H. W. Starkweather said that ferric oxide gel is reduced to ferrosic oxide at 350°, 
and to metallic iron at 450° ; ignited ferric oxide is not a])preciably reduced at 350°, 
but it passed to the metal at 450° ; alumina and chromic oxide retard the reduction. 
The copper (or nickel) first produced during the reduction of copper (or nickel) 
oxide by hydrogen acts as a catalytic agent on the subsequent course of the reaction, 
but P. H. Emmett, and A. F\ Benton and P. li. Emmett observed no autocatalysis 
during the reduction of ferric oxide by hydrogen. P. H. Emmett likewise ob¬ 
served no evidence of the autocatalysis of the reaction by the iron as it is reduced 
from the oxide. F^or the reduction of the molten oxide, vide supra, ferrosic oxide. 

F. Wrist and P. Riitten showed that the temp, of the beginning of the reduction 
as well as the speed of the reduction depends on the previous history of the ferric 
oxide. Thus, according to W. Miiller-Erzbach, moist ferric oxide, obtained by the 
roasting of iron, begins to be reduced at 293°, and if dry, at 305° to 330° ; moist 
ferric oxide obtained by roasting the oxalate is reduced at 278°, that obtained from 
the hydrate, at 286°, and Inematite, or very strongly calcined ferric oxide, at a 
red-heat. A. F''. Benton and P. H. FImmett found that the oxide, obtained by 
calcining the nitrate at 525°, is reduced less readily at 300° than is the precipitated 
oxide, dried at 250°, and it is reduced at 285°. S. Hilpert found that ferric oxide 
obtained from the oxalate at 800°, 1000°, and 1200°, begins to be reduced by hydrogen 
respectively at 280° to 290°, at 290°, and at 330° to 350°; and ferric oxide obtained 
by heating the hydrated oxide to 400°, 850°, 950°, and 1200°, begins to be reduced 
respectively at 280°, 280° to 290°, 300°, and at 330° to 350°. P. H. FImmett and 

K. S. Love found that the rate of reduction of the cubic ferric oxide is rather quicker 
than is the case with the rhombohedral oxide. The rate of reduction of either oxide 
is reduced 50 to 90 per cent, if the oxide has been heated at 550° instead of at 300°. 
The presence of alumina does not affect appreciably the rate of reduction of Fe 203 
to Fe 304 , but it markedly retards the speed of reduction of Fe 304 to Fe. K. Hof¬ 
mann found the speed of reduction of ferric oxide is greatest when the grain-size is 
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between 0-02 and 0-05 mm. diameter; with smaller grains sintering retards the 
reactions. J. Percy said that in the reduction by hydrogen ferrosic oxide appears 
to be first formed: and if the reduction occurs at a low temp, the product will 
sometimes be found to consist almost entirely of the magnetic ferrosic ox.de and 
it is then coloured black, not grey. According to E. Berger, the curve representing 
the quantity of ferric oxide reduced in hydrogen at 209-5 after different intervals 
of time, has a break corresponding with FejO^, but not with FeO. A. h. Benton 
and P H. Emmett found that at 2H5“ to 300°, the speed of reduction is greatest at 
the beginning and decrea.ses continuously until the composition has attained Fe 304 , 
or just a little beyond this stage, when it proceeds at a nearly constant rate. 
K. Hofmann ob.served that ferrosic oxide is reduced more slowly than ferrous oxide 
under •biiilar conditions. The speed of reduction of powdered ferric oxide is a 
maximum at about 550°, and at about 100° ; that there are minima in the curve at 
about 750°, and between 900° and 925°. The.se inininia also occur with ferrosic 
oxide. K. Hofmann also said that it is unlikely that ferric oxide is reduced in 


stages: Fe 203 -»Fe 304 ->Fe 0 ->Fe, becau.se below 564°, ferrous oxide does not 
appear in the equilibrium diagram. Fig. 20, and ferrous oxide is formed more 
readily than ferrosic oxide or iron ; whilst above 564°, ferrosic oxide is not formed. 
F. Glaser, and H. Moiss.in suppo.sed that the reduction proceeds in the stages just 
indicated, but S. Hilpert also showed that this a.ssumption is vichl richtiq. Accord¬ 
ing to E J. Rode, the time-temp, curve of ferric oxide in hydrogen exhibits two 
breaks; one at 300° to 325° corresponds with the formation of ferrosic oxide, and 
the otlier, at 350° to .370°, corresponds with the reduction of ferrosic oxide to 


iron. There is no eviilence of the intermediate formations of ferrous oxide. 


H. Kamura mea.sured the speed of reduction of ha-matite by hydrogen. Nearly 
perfect reduction can be effected in about 2 hrs. at 500°. As the temp, rises from 



Time m seconds 

Fig. 528.—The Effect of Temperature on 
the SjH'ed of Reduction of Heematito by 
Hydrogen. 

crease as it does around this temp., and 


500^ to 600°, the higher the temp., the 
faster the reduction, Fig. 528. Prob¬ 
ably the reduction proceeds in stages : 
Fe.20..j ^ Fe ;)04 ^ FeO Fe. He also 
measured tlie relation between the 
temp, and the vol. of hydrogen jiassed 
over the heated hnematite, and the re- 
huKs are in general agreement with the 
results for the equilibrium constant, 
i^=[H 20 '|/[H 2 ], which increases as the 
temp, increases. At 600", the speed of 
reduction increases rapidly, and the vol. 
of hydrogen employed decreases sud¬ 
denly, presumably owing to the appear¬ 
ance of the new phase, FeO, which 
could not exist below 570°. Above 600°, 
the speed of the reduction does not in- 
he vol. of hydrogen used does not make 


much difference. Hence, H. Kamura inferred that this would be the most economical 


teiu}). for the reduction of iron ores by hydrogen. The subject was studied by 
S. Mita, and H. Saito. G. E. Allan and J. Brown suggested that the breaks observed 
in the curve representing the magnetic properties of the products obtained by the 
action of hydrogen on ferric oxide represent various stages in the reduction of ferric 
oxide. S. Hilpert, and J. Beyer found that at 500°, there is a sharp break in tlie 
velocity of the reaction w'hen the composition approximates Fe 304 ; at higher 
temp., the products—solid soln.—contain more and more ferrous oxide, until at 
1100°, 98*5 per cent, ferrous oxide is present. If water vapour be absent, and 
hydrogen alone be employed as reducing agent, definite intermediate reduction 
products cannot be isolated. M. Tigerschiold said that the reactions 3 Fe 203 -fC 0 
— CO.j-f 2 Fe 304 and 3 Fe 203 '|-H 2 =H 20 + 2 Fe 304 are practically irreversible. 
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K. Hofmann emphasized the effects of surface phenomena during the reduction, 
and did not obtain ferrosic oxide as an intermediate product. A. F. Benton and 
P. H. Emmett concluded that the reduction of ferric to ferrosic oxide is a “ non- 
interfacial " reaction—mde nickel oxide. H. Debray, II. St. C. Deville, E. Baiir 
and A. Glassner, and G. Preuner made observations on the equilibrium conditions, 
a subject which has l>een previously discussed. L. Wohler and 0. Balz gave for 
in converting Fcadj to Fe 304 , at 35(f and J 7-9 at 950^ 

For W. Biltz and H. Muller's observations on the equilibrium Fe 203 /Fe 304 -- 
vide supra, ferrous oxide. The gas phase in the 3-phase equilibria : FeO+Fe-f G, 
and Fe 304 -t-Fe 0 -l-(J has been studied both as [C0]/[C02j and The 

systems are univariant at constant press., but the relations are independent of 
press., so that there is no need to keep the press, constant. F. E. C. Scheffer studied 
the subject from the point of view of the pha.se rule. According to A. Borntriiger, 
ferric oxide is reduced by nascent hydrogen so that if ferric oxide be added to 
hydrochloric acid in which rnetallK* iron is dissolving, it is (piickly reduced and 
dissolved as ferrous chloride. A. F. Benton studied the adsorption of hydrogen by 
ferric oxide. W. A. Bone and R. V. Wheeler noticed that ferric oxide, like 
platinum, acts catalytically in tlie surface combustion of hydrogen in oxygen— 
vide infra. 

R. Ruer and J. Ku.schmaim found that ferric oxide, which has been calcined at 
700^^, adsorbs air to the extent of 0*0025 per cent, at room temp. J. Milbauer 
observed that if ferric oxide be heated to 480*^ in oxygen under 12 atm. press., no 
chemical change occurs, and no higher oxide is formed. A. F. Benton studied the 
adsorption of oxygen by ferric oxide. Several oxides between ferric and ferrosic 
oxide have been reported. The irregularities in the dissociation press, of ferric 
oxide led S. Hilpert to suspect the formation of intermediate oxides. E. J. Kohl- 
meyer's observations on the cooling curves of ferric oxide, which had been heated 
rapidly to its m.j)., showed breaks corresponding with the three oxides,/prroM,v 
triferric oxide, FeO.SFcoO;], triferrous pentaferric oxide, 3 Fe 0 . 5 Feo 03 , and iriferrou'^ 
tetraferric oxide, 3 Fe 0 . 1 Fe 203 , as well as inversion jioints at 1028^ to 1035° and 
at 1250° to 1350 ; but R. B. 8osman and J. C. llostetter were unable to detect 
any evidence of these compounds or the.se inversion points. They did find a sharp 
inversion on the cooling curve at 078°, and a barely detectable irregularity between 
755° and 785°. 0. Hauser, and H. Chandra obtained tefraferrous ferric oxide, 

4 FcO.Fe. 2 O 3 vide supra; and F. Kaufmann, H. Chandra, and F. Haber also reported 
dferrous ir ferric oxide, 2 Fe 0 . 3 Fe 203 , to be deposited on heating, in the absence of 
air, the goiden-yellow soln. obtained by electrolyzing at 0° a soln. of ammonium 
nitrate using a carbon anode and an iron cathode, and a cathode current density 
of 0*00002 amp. }>er sq. cm. It is said to be obtained by boiling a soln. of 21 grm.s. 
of crystalline ferrous sulphate in 220 grins, of w^ater and 22 grms. of 20 per cent, aqua 
ammonia ; adding 2*5 grms. of potassium nitrate, in small (quantities at a time, 
and continuing the boiling for 15 mins. The product is bluish-black while ferrosic 
oxide is brownish-black. H. Chandra said that although this product can be dried 
at 180°, it is unstable at higher temp.—wife supra, ferrosic oxide. R. B. vSosman 
and J. V. Hostetter were unable to find any indication of its existence between 1100^ 
to 1200°, and, as indicated above, they showed that ferric and ferrosic oxides form 
a continuous series of solid soln. over the ranges represented by these jirodiicts. 
A. Billion observed no sidid soln. of ferric and ferrosic oxides. R. Ruer and 
J. Kuschmann found that ferric oxide which had been heated to 700° acisorbs air, 
but this property is almost completely lost wdien the oxide is heated to 1000°. 
E. Reichardt and E. Blumtritt observed that 100 grms. of ignited ferric oxide 
absorbed 39 grms. of gas from the atmosphere, and that gas contained 83 per cent, 
of nitrogen, 13 per cent, of oxygen, and 4 per cent, of carbon dioxide. P. H. Emmett 
and K. S. Love observed that the catalytic decomposition of OZOne at —74° is 
equally rapid with the cubic and trigonal forms of oxide, but it is less rapid with 
varieties of either oxide which have been heated to 550° than those heated to 
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300®. A. Mailfert stated that ozone does not act on dry ferric oxide, but in the 
presence of potassium hydroxide, a ferrate is formed. 

0. L. Erdmann, L. Brandt, and W. Muller-Erzbach discussed the adsorption 
of water vapour, or the hygroscopic properties of ferric oxide; S. S. Bhatnagar and 
S. L. Bhatia studied the rate of evaporation of adsorbed water from ferric oxide. 
B. Aarnio said that if ferric oxide has been completely dehydrated it is not hygro¬ 
scopic. H. Freundlich and co-workcrs studied the absorption of water by the 
oxide ; and L. V. Lyutin, suspensions of the oxide in water. P. H. Emmett and 
K. S. Love found that the adsorption of water is 10 to 60 per cent, less with 
cubic ferric oxide than it is with the rhombohedral form. In general, the 
adsorption with both forms of oxide is 75 to 80 per cent, less with oxides 
which have been heated to 550°, than with those which have been heated 
only to 300°. The catalytic activities of the two varieties of ferric oxide on the 
rate of combination of hydrogen and oxygen are approximately the same with 
samples of both which have been heated to 250°, or to 550°. 0. Ruff and 

A. Riebeth prepared plastic mixtures of ferric oxide with water, iV-HCl and Y-KOH. 
A. Quartaroli, and E. Rosenkranz studied the catalytic action of the oxide on 
hydrogen dioxide. 

G. Schikorr discussed* the action of hydrated ferric oxide on water —vide infra, 
the corrosion of iron. Ferric oxide is generally considered to be insoluble in water, 
but C. Doelter found that if haematite bo heated on a water-bath, at about 80°, 
with distilled water in a sealed tube, the water dissolves about 0*13 per cent. ; a 
sat. soln. of sodium chloride under similar conditions dissolved 2*74 per cent, in 
23 days; while a 10 per cent. soln. of sodium carbonate similarly dissolved 1*987 
per cent, in 26 days. J. W. Gruner observed that peat-water dissolved from 
heematite 25 parts of iron per million in 77 days, and 27 parts in 182 days. R. Ruer 
and J. Kuschrnann studied the adsorption of atm. moisture by ferric oxide. 
According to H. Wolbling, anhydrous hjematite cannot bo hydrated by mixing it 
with aq. soln. of acids, bases, and salts, for no sign of such a change was observed 
after two years’ contact; but the hydrated forms of haunatite may form higher 
hydrates in this way. 0. Ruff studied the hydration of the oxide under press.— 
vide infra. P. H. Emmett and K. S. Love found that the catalytic activity of the 
two forms of ferric oxide on the oxidation of benzidine or guaiacum by hydrogen 
dioxide is nearly the same provided the oxides have been heated to 300° ; if heated 
to 550°, the activities of both forms are almost annulled. For the action of sodium 
dioxide, vide infra, ferrates and perferrates. 

H. Moissan found that fluorine does not act on ferric oxide in the cold, but when 
warmed ferric fluoride is formed. H. Davy said that at a red-heat, chlorine does not 
act on ferric oxide, but it decomposes ferrosic oxide at a lower temp. According to 
R. Weber, and H. Schulze, when ferric oxide is heated to a high temp, in a current 
of chlorine, a small proportion of ferric chloride is formed ; but E. Mallet and 
P. A. Guye observed no action at ordinary temp. W. Kangro and R. Fliigge 
observed that something is wrong with some of these statements, for, with hamiatite 
at 1000°, 100 per cent, of iron was volatilized as chloride in 210 mins., and at 
800°, 88*1 per cent, in 420 mins. In another case, with an hour's heating : 



600*' 

700® 

800® 

900® 1000® 

Loss in iron . 

. 0-9 

14-2 

29-0 

60-2 75*8 per cent. 

and at 900°: 

Time in hours 

IS 

4-5 

12-6 

20-4 

Loss in iron . 

. 140 

29*6 

60-2 

70-0 per cent. 


Hence, the action is quite perceptible at 700°, and it is rapid at 900°. W. A. Roth 
gave Fc203+3Cl2=2FeCl3+30+7*4 Cals, at 97°. R. Wasmuht observed that 
ferric oxide alone reacts with chlorine at about 525° ; if carbon is present, at 500° ; 
and if sulphide or phosphide is present, at 250°. V. Spitzin also observed that 
chlorine begins to act on ferric oxide at 400°. L. Mathesius observed that bromine 
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water does not attack ferric oxide, but a warm soln. of bromine and ammonium 
acetate dissolves the oxide—a cold soln. does not do so. I. L. Bell found that an 
aq. soln. of iodine does not attack ferric oxide. 

As shown by J. J. Berzelius, and H. Bose, ferric oxide is more or less soluble 
in acids ; but H. le Chatelier observed that ferric oxide which has been calcined at 
950° is insoluble in acids. G. Gore studied the action of liquid hydrogen fluoride 
on ferric oxide. C. W. Scheele noted that ferric oxide is soluble in hydrofluoric 
acid ; and E. Zalinsky said that, unlike magnetite, haematite is but sparingly 
soluble in hydrofluoric acid. K. F. Stahl found that calcined ferric oxide dissolves 
more readily in hydrofluoric acid than it does in other acids. According to 
E. Deussen, the rate of solution of ferric oxide in acids is smaller, the higher the 
temp, at which it has been previously calcined. He found that the following 
quantities of ferric oxide were dissolved by 10 c.c. of hydrofluoric acid, and hydro¬ 
chloric acid, at 25° : 




Calcined FegOg 



Non-fiilriiu'd Fc.O-, 

A 

Time 

iV-HF 

iV-HCl 

* 

. 0*0889 

. 0*0224 

43J 

0*2035 

0*1000 

r ^ 

6 6 

0-1581 

00409 

2H 45] hrs. 

0.22.35 0-2279 grin, 

0*1230 0-2125 {^rm, 


With uncalcined ferric oxide and 10 c.c. of 0*5iV-acid at 25° acting for 2|, 23|, 
and 56J hrs., the amounts of ferric oxide dissolved by were respectively 

0*0579, 0*1045, and 0*1162 grrn., and with ^iV-HCl, respectively 0*0126, 0*0382, 
and 0*0672 grm. Similarly, with 10 c.c. of JiV-acid acting for 2|, 24|, and 142J hrs., 
the amounts of ferric oxide dissolved by JiV-HF were respectively 0*0180, 0*0475, 
and 0*0534 grm., and by JiV-HCl, respectively 0*0040, 0*0120, and 0*0306 grm. 
With a mixture of equal vols. of iV-HCl and N-HF, the amounts of non-calcined 
ferric oxide dissolved in 2|, 23|, 96, and 264 hrs. were respectively 0*1011, 0*1976, 
0*2223, and 0*2297 grnl.; and by equal vols. of iV-HCl and iV-NaF in 2^, 23|, 72J, 
and 215 hrs., respectively 0*0444, 0*0743, 0*0757, and 0*0766 grm. The subject was 
studied by P. P. Budnikof! and K. E. Krause, who showed that with 2A^-HC1: 

Calcined at . 450^^ 050° 750° 850° 950" 1000° 

Solubility . 100*00 94*91 91*02 71*44 30*28 29*92 per cent 

H. Debray observed that when ferric oxide is heated to redness in a current 
of hydrogen chloride, ferric chloride and water are formed. The reaction was 
studied by J. L. Gay Lussac, J. B. Moyer, F. A. Gooch and F. S. Havens, V. Spitzin, 
and F. W. Clarke and E. A. Schneider. Ferric oxide dissolves in f'onc. hydrochloric 
acid more quickly than magnetite, and more slowly than ilmeiiite. F. Lcteur said 
that the oxide is readily dissolved by cone, hydrochloric acid, sat. with hydrogen 
chloride, when heated in a closed vessel at 65°. E. Weinschenk, and 0. B. Fresenius 
said that the oxide prepared at a high temp, dissolves but slowly in the acid. 

G. Melczer observed that the basal faces of the rhombohedral crystals are more 
rapidly attacked than the prismatic faces. According to A. Classen, calcined ferric 
oxide dissolves quickly in hydrochloric acid if the finely powdered oxide has been 
digested or boiled with a dd. soln. of potassium oxide. H. Borntriiger found that 
the presence of a little manganese dioxide with the hydrochloric acid enables ignited 
ferric oxide to be dissolved with great ease. The effect is attributed to the chlorine 
evolved, since all the halogens hasten the solution of ferric oxide in hydrochloric acid. 

H. Borntrager also observed that strongly cfilcined ferric oxide dissolves readily in 
hydrochloric acid containing a little free chlorine, bromine, iodine, or hydrogen 
dioxide ; and F. P. Dunnington, and N. A. Tananaeff made a similar observation 
with respect to the hydrogen dioxide. According to H. Borntrager, the dissolution 
is also facilitated if nascent hydrogen, say from iron wire, is produced in the system ; 
and N. A. Tananaeff found that the presence of a little stannous chloride accelerates 
the dissolution of calcined ferric oxide in hydrochloric acid. W. B. E. Hodgkinson 
and F. K. S. Lowndes, E. J. Mills and G. Donald, F. E. Brown and W. C. 0. White, 
and G. J. Fowler and J. Grant observed that the presence of ferric oxide facilitates 
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the decomposition of potsssiniii "chlor#te» and more chlorine is given off when 
ferric oxide is used as catalytic agent than is the case with manganese dioxide. 
R. Chenevix found that ferric oxide dissolves in ohloric acid ; and A. J. Balard, 
that it dissolves in hydrobromic acid. 

R. Weber obser\'ed that when ferric oxide mixed with sulphur is Jieated to red¬ 
ness, sulphur dioxide and iron sulphide are formed. A. 0. Halferdahl found that 
ferric oxide is reduced to forrosic oxide hy sulphur, and that the free energy of the 
reaction 6 Fe., 03 +JS.,== 4 Fe;i 04 -f is —15,900 cals, at 600°, and —52,600 cals, 
at 1400°. K. Hilgenstock studied the action of the vapour of sulphur on ferric 
oxide. A. Gautier found that with hydrogen sulphide at a white-heat, the reaction 
symbolized: 2 Fe 203 + 7 HoS--- 4 Fe 8 + 3 S 02 -t- 7 H 2 , occurs. G. Weyman found that 
the hydrated or anhydrous ferric oxide, prejmred between 100° and 650°, is equally 
active as regards the absorption of hydrogen sulphide in the cold ; this is taken 
to mean ihat the activity of the oxide is dependent primarily on the mol. 
structure, and not on the degree of hydration. P. Nicolardot also explained the 
behaviour of ferric oxide towards hydrogen sulphide by assuming differences in 
the mol. state. The reaction was studied by K. Hilgenstock. H. Hiecke, R. Cox, 
and E. Breacius found that in the reaction at about 1(X)°, the product contains more 
sulphur than corresponds with ferric sulphide, and L. T. Wright regarded the pro¬ 
duct as a mixture of ferrous and ferric sulphides with free sulphur. L. Gedel said 
that under alkaline conditions, the ])roduct is wholly ferric sulphide, and under 
acidic conditions, a mixture of mono- and di-sulphides and free sulphur ; E. T. Allen 
and co-workers found it to be a mixture of ferrous sulphide and sulphur—the former 
being completely soluble in cold, dil. hydrochloric acid, after the free sulphur has 
been extracted with ammonium }>olysulphidc. In the absence of air, and with the 
hydrated ferric oxide suspended in water, W. Meeklenberg and V. Rodt obtained 
ferric sulphide which was pyrophoric when dried ; and V. Rodt added that the 
moist ferric sulphide is readily converted by air into oxide and free sulphur; the 
ferric sulphide changes into a mixture of ferrous suljihide and iron disulphide on 
standing, and the formation of colloidal sulphur when ferric sulphide is dissolved 
in dil. hydrochloric acid makes it appear as if a ferrous salt is a product of the 
original reaction. L. T. Wright concluded that the action between hydrogen 
sulphide and hydrated ferric oxide involves: (i) Fe 203 .H 20 ^Fe 2 S 3 + 4 H 20 , and 
Fe 203 .IT 20 -> 2 FeS+S+ 4 H 20 —the second reaction applies to 17 to 30 per cent, 
of the hydrated oxide. T. G. Pearson and P. L. Robinson, and L. A. Sayce found 
that the reaction varies considerably wd^h temp. ; at and below 100 °, the primary 
product is ferric sulphide : Fe 203 ~i“ 3 H 2 S— 3 H 20 +Fe 2 S 3 , and the ferric sulphide 
partially decomposes to ferrous sulphide and iron disulphide : Fe 283 =FeS+FeS 2 ; 
above 100 °, these reactions give place more and more to the direct production of 
ferric disulphide, until, in the region above 300°, the only reaction concerned is : 

4 H 2 S—2FeS2+3H20+H2. Between 400° and 500°, the iron disulphide 
gives })Iace to a product soluble in hydrochloric acid wdth the liberation of sulphur. 
This material can be regarded as a mixture of ferrous and ferric sulphides, thougli 
some ferrosic sulphide, Fe 3 S 4 , may be formed. W. A. Damon studied the subject. 
J. C. Witt found that when ferric oxide is treated with an excess of sodium 
sulphide, a black, amorphous sub.stance is formed. On removing most of the 
remaining sodium sulphide and adding W’ater, a brilliant green soln. is produced. 
The results obtained on studying the soln. indicate that the colour is due to a 
colloid and not to a pure .soln. of some iron compound. The exact composition 
of the disperse phase has not been determined, but apparently it contains neither 
sulphur nor sodium in chemical combination. The colloid is reversible. 

According to F. Wohler and F. Mahla, when ferric oxide is heated in sulphur 
dioxide, it is reduced to ferrosic oxide, and sulphur trioxide is formed. G. Keppeler 
represented the reaction with sulphur dioxide, between 500° and 800°, by 3 Fe 203 
+ 802 — 2 Fe 304 -f SOo. D. L. Hammick could not obtain ferrous oxide by the 
action of sulphur dioxide at 300°, but a black powder was formed which, at a higher 
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temp., in sulphur dioxide forms sulphur, sulphur trioxide, iron sulphide, and ferric 
oxide. B. Neumann and h. Goebel studied the adsorption of the gas by ferric 
oxide. The catalytic activity of ferric oxide in facilitating the oxidation of sulphur 
dioxide begins at about 4(X)°, and attains a inaxiinum at about 625''. This subject 
was discussed by G. Lunge and co-workers, W. Johnson, K. Ililgenstock, 
B. Neumann, and G. Keppeler and co-workers rtWc sul])hur trioxide, 10. 57, 27. 
R. D. Hail noted that sulphur monochloride vapour Jiassed over heated ferric 
oxide forms ferric chloride. According to H. B. North and A. M. Hagemann, 
thionyl chloride does not act on ferric oxide at ordinary ti-inp., lint at 150°, the 
reaction which occurs is symbolized : Feo 03 f3SOCl2“-2Fe(l3+3K()2, and the 
ferric chloride crystallizes from the lifjiiid in ^o’cen )iexa^,mnal plates. The reaction 
with sulphliryl chloride was studied by W Hesse, and hy H. Danneel and 
W. Hesvse. W. L. Ray also observed that wliiUt liipiid selenium oxydichloride 
acts very slowly on ferric oxivle at room temy>., the vayiour at 40()° forms ferric 
chloride and selenium dioxide. J. J. Berzelius, and H. Rose stated tliat ferric 
oxide is .slowly attacked by sulphuric acid; A. Mitscherlieli found that dissolution 
occurs most rapidly in a mixture of 8 jiarts of the cone, acid, and 3 ]>arts of water; 
and L. Storch said that the ignited oxide is readily dissolved when warmed wdth 
40 per cent, sulphuric acid. A. and P. Buisine observed that suljihuric acid of 
sp. gr. 1*530 to 1*712 begins to dissolve calcined ierric oxide in the cold : the 
action is slow and incomplete ; with warm acid, the action is coni])leted in a few 
hours, and it progresses more rapidly, the higher the temp. It is not necessary 
to proceed above 30t)°. J. A. Hedvall attributed the tardy dissolution of the 
calcined oxide to coagulation of the grains reducing the surface area. The 
reaction was studied by M. M, P. Muir. 

E. J. B. Willey said that llitr0S6n is not alisorbed when ferric oxide is heated 
in an atm. of that gas. A. iSniits found that heated ferric oxide reacts vigorously 
with magnesium nitride ; and likewise 
with titanium nitride- vide supra, ienom /SO 
oxide. F. Ephraim observed that when 
heated wdth an excess of sodamide, ferric 
oxide is reduced spontaneously to iron. S 
Ferric oxide is not dissolved by aq. am- ^ 
monia ; but, according to A. W. F. Rog- ^ 
stadius, the Badische Anilin- und Soda- 
Fabrik, J. J. Berzelius, and H. L. Buff, p,., g,,, _ Absorption of Ammonia, 
when ammonia is passed over tlie red-hot and C\irbon Dioxide by Ferric Oxide, 
oxide, w*ater and iron nitride are re¬ 
duced. N. Nikitin’s measurements of the absorption of ammonia by ferric 
oxide at 11*8° and at different yiressures are summarized in Fig. 521). 13. Dirks 

observed that ferric sulphate is formed when ferric oxide is heated with 
ammonium sulphate at 250°, and at a higher teinj)., sulphur trioxide is evolved; 
and H. Arctowsky, that with ammonium chloride at 350°, ferric chloride is 
formed. N Nikitin found that ferric oxide, obtained lyv igniting the fresh 
hydrogel at 350°, readily adsorbs ammonia ; and by increasing the temp, of ignition 
of the ferric oxide, the capacity for adsoryition is reduced. F. Eyihraim observed 
that no iron nitride is formed when ferric oxide is heatid with sodamidc. For the 
action of hydroxylamine, vide supra, ferrous oxide. E. Briner and A. Rivier studied 
the formation of nitric oxide in the ferric oxide arc. P. Sabatier and J. B. Senderens 
observed that ferric oxide at .500° is not reduced by nitric oxide. C. F. Bucholz 
found that ferric oxide dissolves very slowdv in nitric acid» but the ignited oxide is 
not attacked. U. R. hlvans also noted the tardy dissolution of ferric oxide in cone, 
nitric acid, at room temp. ; and H. de Senarmont observed that the attack of the 
calcined oxide by nitric acid is slow. E. S. Hedges observed that freshly calcined 
ferric oxide dissolves perceptibly in cone, nitric acid at the temp., 74*5° to 75*5°, 
at which iron no longer becomes passive. M. Z. Jovitschitsch found that cone. 
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nitric acid does not dissolve strongly calcined feme oxide when heated in a sealed 
tube at 170° for 10 hrs.; but when warmed on an asbestos plate, at ordinary press., 
it dissolves in the acid in 8 to 10 hrs. H. Borntrwer noted that calcined ferric oxide 
does not dissolve completely in aqU8 regia. R. Weber found that when phosphorus 
pentachloride is heated with ferric oxide it reacts \^th incandescence; and 
H Bftssfttt and H S Taylor observed that phospboiyl Onlonde forms ferric oxide 
ft oSary femp. ;* and at E. Erlenmeyer and 0. Heinrich found ferric oxide to 

be soluble in phosphoric acid. e . j • i vri 

a J. B. Karsten and others stated that if ferric oxide mixed with carbon b(* 
gently heated, it is reduced to ferrosic oxide; and if heated strongly, metallic iron 
is formed. E. Vollgold said that carbon—coke - acts energetically at 875°; and 
H. Wedding found that the action begins about 700"", and G. Tammann and 
A. Sworykin, at 625° with sugar-charcoal. G. Charpy and S. Bonnerot added that 
ferric oxide is not reduced by solid carbon below 950 provided reducing gases 
are excluded. If no carbon monoxide be present, C. L. Mantell said that carbon 
does not reduce the oxide at 1000°. Observations were made by C. E. Williams 
and co-workers, F. Korber and H. H. Meyer, J. Parry, and H. H. Berger. 
E. Schenck observed that the reduction of ferric oxide by iron tritacarbide in 
vacuo, begins at about 400°, but with free carbon a reaction is perceptible at 
680°. H. H. Meyer found that the reduction of ferric to ferrosic oxide by sugar- 
charcoal begins at 450° ; by wood-charcoal, heated to 1000° in nitrogen, at 500° ; 
and by coke, at 600°. E J. Rode said that the time-temp, curve of a mixture 
of ferric oxide and charcoal shows three breaks—(i) at 400° to 650° due to the 
exothermic reduction of ferrosic oxide; (ii) at 750° to 830°, to the endothermic 
reduction of ferrosic to ferrous oxide ; and (iii) at 875° to 995°, to the reduction 
of ferrous oxide to iron. W. Baukloh and R. Durrer showed that an intimate 


mixture of ferric oxide and carbon begins to evolve carbon dioxide in vacuo 
at 300° to form ferrosic oxide which is further reduced to ferrous oxide (q.v.) 
between 400° and 600°. P. Berthier, F. Margueritte, and J. Percy showed that 
it is not necessary for the oxide and the carbon to be in contact with one 
another. Lumps of ferric oxide a few inches in diameter, may be reduced to 
metallic iron by imbedding them in coarsely powdered charcoal, and heating the 
containing crucible to bright redness for several hours. At first, the mass is 
reduced to ferrosic oxide ; iron is produced on the surface and then in the interior, 
and finally reaches the centre. A. F. E. Degen, and A. C. Bocquerel assumed that 
the internal reduction is the result of an electrolysis, but according to F. Leplay 
and A. Laurent, the reduction in the interior is due to the penetration of carbon 
monoxide which is formed in the crucible —vide svpra, hydrogen, and concentration. 
J. H. Jones and co-workers found that the reactivity of coke, C-f CO 2 —2CO, is 
increased by admixture with ferric oxide. J. N. Pring observed that at a high temp, 
ferric oxide is reduced by aluminium carbide ; likewise witli silicon, chromium, 
and molybdenum carbides- mde supra, ferrous oxide ; R. Schenck showed that 
iron tritacarbide begins to reduce the oxide at 400°. J. Bokmann studied the 
reaction between iron carbide and oxide. 


F. Gobel found that when ferric oxide is heated in carbon monoxide, it rapidly 
forms ferrous oxide, and at a higher temp, it is completely reduced to pyrophoric 
iron. H. Wedding observed the reduction of ferric to ferrous oxide\occur8 at about 
700°. I. Braithwaite observed that at 700°, the reaction with carbon.monoxide is 
symbolized by 3 Fe 203 -fC 0 =C 02 + 2 Fe 304 , and at and below 850° some iron carbide 
is formed. K. Stammer also noted the formation of some iron carbide. 


0. Boudouard found that at temp, below 1000°, dry carbon monoxide is a more 
effective reducing agent than the moist gas, but at 1050°, moist and dry carbon 
monoxide behave alike. S. Hilpert showed that the temp, of reduction depends, 
as in the case of hydrogen, upon the previous history of the ferric oxide. The 
observations of 0. Boudouard, R. Schenck and co-workers, and E. Baur and 
A. Glassner on the equilibrium conditions have been previously discussed —vide 
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supra, hydrogen, F. L^lay and A. Laurent said that a mixture of equal vols. of 
carbon monoxide and dioxide merely reduces ferric to ferrosic oxide. The subject 
was discussed by J. L. Gay Lussac, H. Abraham and R. Planiol, 0. Boudouard, 
F. Brinkmaim, M. Decarri^re and J. Antheaume, J. Eckoll, H. A. Bahr and 
V. Jessen, A. Gautier and P. Clausmann, F. Hahn, H. Kamura, 0. 0. Laudig, 

L. Mathesius, R. Schenck and F. Zimmermann, F. Wiist and P. Riitten, and 
R. Yoshimura, F. Gobel observed that the formation of ferrosic oxide is an 
intermediate stage in the reduction of ferric oxide to iron —vide supra, hydrogen. 
J. L. Proust, and W. Naase found that ferric oxide is reduced to metal in a 
porcelain oven, doubtless by the action of the carbon monoxide. 8. Hilpert 
found that the reduction with carbon monoxide begins at 240°. C. R. A. Wright 
and A. P. Luff found that the redm tioii begins at 202° to 220°, dependent on 
the physical state of the ferric oxide J. A. Sokoloff said that the reduction of 
ferric oxide, prepared at 400°, begins at 200° to 230°, and if the ferric oxide has 
been prepared at a higher temp., a higher temp, is needed to inaugurate the 
reductiou, and is independent of the proportion CO : COo in the gaseous phase, 
but the temp, at which ferrous oxide is formed is lowered by raising the pro- 
jiortion of carbon monoxide. Carbon begins to appear when ferrous oxide is 
formed. 8. Hilpert and T. Dieckmann observed that dry carbon monoxide 
reduces ferric oxide completely to iron at 950° and very little carbon is formed ; 
iron tritacarbide appears at 850°. H. Tropsch and W. Kronig found that at 
720°, the carbon which s(‘parates is nearly all free, only a little is combined as 
carbide. II. Saito showed that ferric oxide, which has been calcined at 800°, 
begins to be reduced by carbon monoxide at 320°; the separation of carbon 
begins at 320°, and attains a maximum at 500°. According to W. A. Bone and 
co-workers, carbon monoxide mixed with nitrogen, but free from hydrogen, begins 
to reduce hrematite between 380° and 650° ; carbon begins to separate when the 
oxide is partially reduced. The presence of 2 per cent, of hydrogen favours the 
reduction and lessens the tendency of carbon to separate. H. Willeke found that 
the reduction of ferric oxide by carbon monoxide is not influenced by the presence 
of beryllium oxide, but that the equilibrium is displaced by zinc or manganous 
oxide ; and H. Franz observed that the presence of calcium oxide or alumina 
hinders the reduction. The reaction was studied by G. Charpy, H. Tropsch and 
A. von Philippovich, G. Chaudron, etc.—wde supra, reaction in the blast-furnace. 
H. Fleissner and F. Duftschraid studied the reduction of the oxide by water-gas, 
and by producer gas. E. F. Armstrong and T. P. Hilditch, and K. Iwase and 

M. Fukushima found that the presence of ferric oxide favoured the oxidation 
of carbon monoxide by steam. W. A. Lazier and H. Adkins found 100 grms. of 
ferric oxide absorbed 65 c.c. of carbon monoxide at n.p.0. C. J. Engelder and 
co-workers studied the catalytic activity of ferric oxide with titanic oxide or witli 
eobaltic oxide on the oxidation of carbon monoxide; and R. Yoshimura, and 

N. A. Yajnik and F. C. Trehana, the catalytic activity of ferric oxide in the photo¬ 

chemical decomposition of carbon dioxide. A. F. Benton studied the adsorption of 
carbon monoxide, and of carbon dioxide by ferric oxide. N. Nikitin found that 
ferric oxide obtained by igniting the fresh hydrogel, at 350°, readily adsorbs carbon 
dioxide, and that the capacity for adsorption is reduced by calcining the hydrogel 
at a higher iemp.— vide supra, Fig. 529. 8. G. Lasky, B. 8. Butler, and H. von 
Eckermann discussed the geological function of carbon dioxide on the Fe 203 : FeO- 
ratio in limestone contact deposits. K. Hilgenstock studied the action of carbon 
disulphide. E. Vollgold said that the activities of carbon monoxide, methane, 
and hydrogen are relatively as 1:2:5. 0. Meyer and W. Eilender studied the 

reaction. W. MtUler-Erzbach found that methane, at the temp, of a Bunsen flame, 
reduces ferric oxide to ferrosic oxide, at a rather higher temp., to ferrous oxide, and 
finally, at a still higher temp., to metallic iron. The Gelsenkirchener Bergwerks 
found that the reduction of iron ores with methane occurs below 700° if a little 
powdered iron be present to start the reaction. W. P. Yant and C. 0. Hawk 
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studied the oxidation of methane with a ferric oxide catalyst. The reduction of 
ferric oxide earths by methane has been studied by C. E. Williams and co-workers, 
and by C. M. Bouton. H. W. Walker observed that ethylene at a high temp, 
reduces ferric oxide to ferrosic oxide, and ultimately to iron ; the adsorption of 
ethylene and hydrocarbons, at lower temp., was studied by J. N. Pearce and 
A. M. Alvarado, H. Hollings and R. H. (*riffith, and W. A. Lazier and H. Adkins, 
and they found 100 grins, ab.sorbed 588 c.c. at n.p.0. U. Chariot studied the 
oxidation of toluene, with ferric oxide as catalyst. C. M. McDowell and F. L. Usher 
studied the behaviour of suspensions in toluene, amyl acetate, and in chlorinated 
hydrocarbons. 

J. Percy said that ferric oxide is reduced to the metal when heated in a current 
of cyanogen. J. von Liebig, F. Korber and H. H. Meyer, and L. Hackspill and 
R. Grandadam observed that molten potassium cyanide reduces ferric oxide 
to the metal; but at 570° to 750° with soilium cyanide in vacuo, iron and 
sodium in nearly equivalent proportions are formed as well as nitrogen, carbon 
monoxide and dioxide, and tinely-divided carbon. It is supposed that sodium 
carbimide is first produced and that this decomposes to form sodium, nitrogen, 
carbon, and carbon oxides, J. Tscherniak found tliat potassium thiocyanate 
at 400° to 500° forms ferrous sulphide and potassium cyanate with the evolution 
of oxygen ; and by a similar reaction, J. Milbauer obtained ferrous sulphide, 
potassium ferrous sulf)hide, KFeSo, and potassium cyanide, and H. N. Warren, 
artificial jiyrites, FeS 2 . A. Kutzelnigg attributed the oxidizing action of j)owdered 
ferric oxide on a soln. of potassium ferrocyanide to adsorbed oxygen. J. Aloy 
and C. Rabaut found that hydrolysis of the benzolated cyanohydrins in the 
presence of acetic acid does not occur in the presence of ferric oxide. E. Deussen 
showed that 10 c.c. of a normal soln. of OXalic acid, at 25°, dissolves ()*()310, 
0-0790, 0-19(i0, and 0-2320 grm. of ferric oxide respectively in IJ, GJ, 22, and 
94 hrs. N. J. Harrar and co-workers found the solubility of ferric oxide, expressed 
in milligrams of Fc per 1(X) c.c. of soln., at 25°, in 40 and 60 days, to be for 
formic acid, respectively, 0-951 and 1-249 ; acetic acid, 0-327 and 0-439 ; pro¬ 
pionic acid, 0-341 and 0-374; oxalic aci^ 97-463 and 36-222; malonic acid, 
4-159 and 6*260; succinic acid, 0*255 and 0-494 ; lactic acid, 2*025 and 2-054 ; 
tartaric acid, 3*175 and 4-386 ; citric acid, 2-961 and 3-372 ; l^nzoic acid, 0*428 
and 0*428 ; salicylic acid, 4-891 and 5-124 ; and sulphuric acid, 20-320 and 27*813. 
N. J. Harrar and F. E. E. Germann studied the solubility of hydrated ferric oxide 
in various organic acids, and found for the solubilities, S grms. per 250 c.c. of soln., 
and colours; l*008A^-formic acid, aS’-- 1-040 (red to yellow) ; l-054A^-acetic acid, 
A'—0-958 (red to yellow) ; l*(X)8A^-propionic acid, AS’™ci*702 (red to yellow) ; 0-782A'- 
butyric acid, /8—0-411 (red to yellow) ; 0-990A-oxalic acid, aS— 1*009 (vivid green) ; 
0*991 A^-malonic acid, aS— 0-941 (green) ; 0*968A-succinic acid, aS= 0-498 (red to 
orange) .; 0-985A-glutaric acid, aS= 0-204 (orange) ; 0-315A'-adipi(‘ acid, A’=r:0*081 
(orange) ; l-0207V-tricarballylic acid, aS~ 0-156 (orange) ; 0*936A^-maleic acid, 
aS= 0*923 (red to green) ; 0*126A^-fumaric acid, aS= 0-(X)4 (colourless) ; 0-404A- 
mesaconic acid, aS’= 0*014 (colourless); l*094A-chloroacetic acid, >S™0‘985 (red to 
green) ; l*062iV-dichloroacetic acid (yellow to green) ; 1 •049A-trichloroacetic acid 
(pale green) ; 0*026A-benzoic acid, aS— 0*006 (colourless) : 0*129A-phenylacetic 
acid, aS’= 0-003 (orange) ; 0-087A-phthalic acid, aS=. 0-026 (colourless) ; 0-976A- 
hydrochloric acid, 5=0*917 (green) ; and 0*962A’^-sulphuric acid, aS= 1*014 (pale 
green). If the acids be arranged in the order of their ionization constants, the 
strong acids furnish green coloured soln., and the weak acids, red coloured soln. 
D. Talmud and N. M. Lubman found the floatability of ferric oxide in oleic acid 
and in mixtures of oleic acid and ammonia to be a maximum when 
L. Kahlenberg and H. W. Hillyer observed no attack by a boiling soln. of pot^sium 
tartrate. F, W. 0. de Coninck and A. Raynaud found that with calcium oxalate 
at a dull red-heat, it forms ferrous oxide, calcium carbonate, and carbon dioxide. 
W. Miiller-Erzbach studied the adsorption of ether vapour by ferric oxide. 
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W. Haller studied the adsorption of ether, acetic acid, alcohol, and acetone hy 
powdered ferric oxide : and N. A. Yajnik «and F. C. Trehana, the photochemical 
reduction of sugars. M. Rakusin observed that egg albumin is not adsorbed from 
its aq. soln. by ferric oxide. E. Ullmann studied the diffusion of ferrurn oxydatum 
saccharatum solubile ; and F. H. Rhodes and co-workers, the effect of ferric oxide 
on the oxidation of linseed oil. N. R. Dhar discussed the oxidation of insulin 
with ferric oxide as catalyst. 

H. Moissan found that boron acts as a reducing agent on ferric oxide at a red- 
heat. C. H. Burgess and A. Holt noted that ferric* oxide is not soluble in molten 
boric oxide, and C. Mazzetti and F. de Carli said that there is a feeble reaction 
between the ferric and boric oxides at 820" ; and the reaction was studied by 
J. A. Hedvall and N. von Zweigbergk. U. Sborgi and co-w^orkers found that boron 
nitride reduces ferric oxide to ferrous oxide, forming boric oxide and nitric oxide. 
E. Vigouroux found ferric oxide is reduced when it is heated with silicon; and the 
reaction was studied by L. Kahlenberg and W. J. Trautmann. 0. Ranter found 
silicon tetrachloride in a sealed tube wdth ferric oxide at 180" to 190" forms silica 


and ferric chloride ; no reaction is perceptible at 140" to 150". H. le C'liatelier and 
B. Bogitsch, J. A. Hedvall and P. Sjdrnan, and A. Duboin noted that silica reacts 
wdth ferric oxide at an elevated temj). forming 

iron silicate. J. Kleffner and E. J. Kohlmeyer ——r“ 

obwserved silica has no effect on the dissociation ^ ~ ~7 

of ferric oxide. J. A. Hedvall and P. Sjdrnan “■/ 

observed evidence of reactions at 575" and 900". _ 

(J. Tanimann and (1. Biitz found that whilst __Z/H 

(piartz begins to react with ferric oxide at 950", 2200 ° __ —- 

■ precipitated and calcined silica begins,to react at __ J_ _ 

8(X)", but that the reaction is not really with 2000"" ___ 

ferric oxide but rather with ferrous oxide. ____ . 

When hornblende or basalt is mixed with w*ood __/- 

charcoal and a small })roportion of lime or -— - J - 

sodium carbonate and heated first at 600" and -- y- — — 

then at 14(.K)", the iron is reduced almost quan- —r-j ",121 

titatively. In the absence of alkali, or when 160^8fl00 
lieated directly to 1400", the reduction is less Per cent. IrOz 

complete, and it is further diminished by the ^ ^ 

addition of quartz. When feme oxide, maR- the Binary System: ZrO.-Fo.O,. 
netite, or ferrous oxide is heated with precipi¬ 
tated and ignited silica, each begins to react at 800", but the reaction with quartz 
does not begin below' 950". More heat is evolved with the silica than with the 
quartz. Wlien iron silicat(*s, prepared by heating ferric oxide and silica, are reduced 
with hydrogen for 1 hr. at 850°, the proportion of the iron reduced falls from 24*4 
per cent, when the molecular proportion of silica is 0-375 to 0*600. When the 
silica content is further increased the proportion of the iron reduced rapidly 
increases, and is 38*4 per cent, wdien the molecular proportion of tlie silica is 0*920. 
S. Hilpert and E. Kohlmeyer found that with calcium metasilicate at about 1220°, 
ferromagnetic calcium ferrite is formed. F. 8. Trittoii and D. Hanson found that 
mixtures wdth a low proportion of ferric oxide can be fused in china day pots, 
without serious attack, but some ferric oxide is absorbed by the pot. S. English 
and co-w'orkers, and V. Dimbleby and W. E. S. Turner studied the action of ferric 
oxide on glass ; and J. H. Whiteley and A. F. Hallirnond, A. H. Kuechler, and 
J. W. Mellor, on firebricks, and fireclays. P. Ramdohr studied the effect of 
titanic oxide in the system: Fe0-Fe203-Ti02. F. Halla, and G. Tammann and 
co-workers observed that ferric oxide reacts with titanic oxide at an elevated temp. 


0 20 ^ 60 80 WO 

Per cent. IrOz 

Fig. 530.—Melting-Point Curve for 
the Binary System: ZrO^-FeoOj, 


T. L. Walker applied the term maghemite to the magnetic (Fe,Ti)203 from Bush- 
veld, Transvaal. P. A. Wagner used the same term for magnetic ferric oxide 
other than martite. P. Ramdohr studied the action of ferric oxide on ilmenite, 
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FeTiOs. H. von Wartenberg and W. Gurr obtained the m.p. curve, Fig. 530, for 
mixtures of zirconia and ferric oxide. 

J. L. Gay Lussac and L. J. Thenard found that potassium reduces ferric oxide 
to iron; and similarly with sodium. M. Rosenfeld said that when sodium is 
triturated with ferric oxide, the mixture glows and iron is formed. Ferric oxide is 
reduced to metal when it is heated with magnesium; B. Garre said that the 
reaction begins at 575° and evolves 239*5 Cals, of heat. E. Donath observed that 
when the oxide is heated with zinc it is easily reduced to the metal. L. Franck 
observed that iron oxides arc also reduced to metal when heated with aluminium; 
and T. W. and W. T. Richards tried to measure the cohesive force between aluminium 
and ferric oxide. According to J. Percy, when ferric oxide is “ strongly ” heated 
in contact with iron, it is reduced to ferrosic oxide. M. Billy obtained a similar 
result. R. B. Sosman and J. C. Hostetter found that when heated to 1200 ° with 
platinum, in air, ferric oxide is reduced to the metal which forms a solid soln. with 
the platinum. The loss in weight of platinum heated to 1000 ° to 1200° is much 
increased if it be in contact with ferric oxide. 

For the reactions of ferric oxide with the metal Oxides, mde infray the ferrites; 
and for reactions with ferrous oxide, and ferrosic oxide, vide supra. L. Passerini 
studied the action of ferric oxide on alumina ; and H. G. Fisk and W. J. McCaughey, 
on magnesium oxide. J. E. Adaduroff and G. K. Boreskoff precipitated a mixture 
of ferric oxide and vanadium pentoxide on broken firebrick for use as a catalyst. 
P. E. Wrctblad found that mixtures of ferric oxide with chromic OXide form a 
continuous series of solid soln. in which the dimensions of the lattice change 
linearly from those of Fe 20 ^^ to those of Cr 203 . The rhombohedral angle, a, shows 
a maximum: 


^6203 : 01*20 J . 

1 :0 

3: 1 

1 .* 1 

1 : 3 

0 : 1 

Length of edge 

, 6*419 

6*395 

6*370 

5*302 

5*348 

a . 

. 65*28° 

66*37° 

55*44° 

65*28° 

55*11° 


L. Passerini, and H. Forestier and G. Chaudron also made observations on this 
subject, and R. Yoshimura discussed the action of chromic oxide on ferric oxide 
in the production of hydrogen by the water-gas reaction. Mixtures of ferric oxide 
and manganic oxide with 100 to 75 per cent. Mn 203 give the same X-radiogram ; a 
mixture with 45 per cent, of MngOs shows a faint trace of ferric oxide lines; a mixture 
with 30 per cent. Mn 203 shows the lines of Mn 203 stronger than those of Fe 203 ; 
and mixtures with less than 15 per cent. Mn 203 show only the Fe 203 lines. There 
is, therefore, a break in the series of solid soln. There is no evidence of an inter¬ 
mediate phase. S. L. Penfield and H. W. Foote’s mineral hixbyitey discussed in 
connection with the permanganitcs, was shown by W. Zachariasen to belong to the 
isomorphous series of sesquioxides, Mn 203 , Fe 203 , Y0O3, etc. Its formula is, there¬ 
fore, written {Mn,Fe) 203 , and not Fe(Mn 03 ), or Fe 0 .Mn 02 . L. Pauling and 

M. D. Shappel observed that the body-centred lattice has a=9*365 A., and contains 
16 (Mn,Fe) 203 . W. M. Bradley described a mineral which he called sJcemmatitey 
3 MnO 2 .Fe 2 O 3 . 6 H 2 O, as an alteration product of pyroxmangite, (Fe,Mn)Si 03 . 
J. Percy said that ferric oxide is not attacked by soln. of the alkali hydroxides. 
P. Villard, J. d’Ans and J. Loffler, V. S. Yatloff, and S. Matsui and co-workers 
studied the conversion of sodium carbonate into sodium hydroxide by heating it 
with ferric oxide —vide infray sodium ferrite. P. Rohland found a soln. of calcium 
hydrocarbonate slowly dissolves ferric oxide, and the dissolution is hastened by 
the presence of alkali or calcium sulphates. E. Mallet and P. A. Guye recom¬ 
mended ferric oxide for use as a diaphragm in the electrolysis of sodium salts 
in the production of sodium ^droxide which does not attack the ferric oxide. 
T. C. Estelle observed that ferric oxide can be hydrated by boiling it with a 70 per 
cent. soln. of soda-lye at 100 ° to 120°. This is of significance in connection with 
the electrolytic process for iron in which a cone. soln. of sodium hydroxide containing 
sodium ferrite is electrolyzed. Ferric hydroxide is dissolved from the ferric oxide 
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anode by the cone, soda-lye, and iron is deposited on the cathode. The hydration 
of ferric oxide by hot cone, soda-lye involves the formation of a ferrite which is 
subsequently decomposed on cooling and diluting the liquor. During the action 
20 parts of ferric oxide are taken up by 80 parts of sodium hydroxide when the 
heating is continued several hours. R. B. Sosman and J. 0. Hostetter said that 
the best container for ferric oxide at 1100° to 1200° is fused alumina (alundum). 
The alundum vessel remains constant in weight at these temp., but loses weight 
at higher temp. H. Warth observed that alumina retards the reduction of ferric 
oxide to ferrosic oxide at elevated temp. L. Passerini observed that mixtures of 
alumina and ferric oxide form solid aoln. and In* measured their lattice constants. 
The subject was studied by H. Forestier and (J. Chaudron, T. F. W. Barth and 
E. Posnjak, and H. von Wartenberg and H. J. Reusch. S. Izawa found that 
the presence of ferric oxide did not influence the luminescence of alumina in the 
cathode rays. D. Turner, and F. S. Tritton and D. Hanson found that crucibles 
of alumina or alundum, chromite, zirconia, and lime, crack and slag with fused 
mixtures of iron with a high pro})ortion of oxide ; but bonded crucibles of magnesia 
can be used for the purpose ; magnesia pots absorb the oxide. H. Kit tel and 
G. F. Hiittig studied the magnesia ferric oxide spinels. L. Jacque observed 
that with lime, some ferrosic oxide is formed at 1220°— vide infra, ferrites. 

G. B. Taylor and G. A. Iliilett found that the presence of ferric oxide favoured the 
thermal decomposition of mercuric OXide. G. Tammann and co-workers observed 
no reaction when ferric oxide is heated with molybdenum trioxide; a slight reaction 
with tungsten trioxide ; and about 15 per cent, reaction with uranium trioxide. 
For solid soln. of ferric oxide and ferrous oxide or ferrosic oxide, vide supra, 

H. S. Roberts and H. E. Merwin found that in the binary system Fe 0 -Fe 203 , the 
stable phase at temp, below 1386^^ is a hamiatite solid soln. with less oxygen than 
F 02 O 3 ; and just above 1386°, the stable phase is a magnetite solid soln. with 
considerably more oxygen than Fe 304 . E. Diepschlag and E. Horn studied the 
action of manganous, ferrous, and calcium sulphides on ferric oxide. 

J. Krutwig showed that the presence of ferric oxide favours the formation of 
sodium sulphate from fused mixtures of sodium chloride and iron pyrites in air. 
G. Tammann studied the action of light on a 0*05xV-soln. of silver nitrate in contact 
with ferric oxide. K. A. Hofmann and K. Hoscbele found that if ferric oxide is 
melted with dry magnesium chloride, the iron is almost all volatilized as ferric 
chloride. H. A. von Vogel observed that ferric oxide is not reduced by a boiling 
soln. of stannous chloride, and W. 0. Hickok observed no action with stannous 
chloride as an etching liquid. C. A. Graumann, and V. Lepiarezyk observed only 
a slight reaction between zinc sulphide and ferric oxide at 1280°; in a slow current 
of air at 1280°, sulphur dioxide and zinc vapour are given ofl, but the reaction soon 
comes to a standstill; and in a current of carbon monoxide, iron is formed, and 
the iron liberates zinc with the production of iron sulphide. For the action on 
ferrous sulphide, vide infra; and for the action on manganous sulphide, vide 
manganese sulphide, 12. 64, 21 . E. Diepschlag and E. Horn, and L. Wohler and 
co-workers studied the action of calcium sulphide. W. H. MacIntyre and 
W. M. Shaw found that ignited ferric oxide shows no tendency to absorb appre¬ 
ciable amounts of calcium sulphate from soln.; J. E. Adadurofl and V. P. Pligu- 
noff showed that ferric oxide favours the thermal decomposition of calcium 
sulphate. C. A. Graumann found that with zinc sulphide in a reducing atmo¬ 
sphere, ferric oxide is converted into metallic iron and that acts on the sulphide. 
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§ 81. Hydrated Ferric Oxide—Hydrosol 

If a soln. of ferric chloride be treated with hydrated ferric oxide, added in small 
quantities at a time, or if ammonium carbonate be gradually added to ferric chloride, 
80 long as the precipitated oxide continues to be re-dissolved on stirring, a brownish- 
red soln. of ferric hydroxide is produced. These soln. were investigated by 
J. M. Ordway,^ J. Jeanne), A. Bechamp, and A. Scheurer-Kestner. The rate of 
dissolution of the hydrated oxide is slow ; and if the digestion in the cold is continued 
for a long time, the hydrated oxide dissolves until about 18 eq. have passed into 
soln. in 5 months. Ferric salts of the monobavsic acids—c.iy. hydrochloric and 
nitric acids—serve for preparing such soln., but salts of the polybasic acids— e.g. 
sulphuric acid- give insoluble basic salts. 

According to T. Graham, the red liquid is a colloidal solution of hydrated ferric 
oxide ; and the hydrosol can be freed from the excess of the i)eptizing ferric chloride 
by dialysis. The dialyzed hydrosol is clear, and deep reddish-brown in colour ; and 
after 19 days’ dialysis, contained 1-5 per cent, of hydrochloric acid, or 1 eq. of 
acid to 30-3 eq. of ferric oxide. The sol remained liquid for 20 days, and then 
spontaneously flocculated to form the hydrogel. A hydrosol prepared in this way 
is sometimes called Graham's solution, or dialyzed iron. There are various 
pharmaceutical preparations which are essentially hydrosols of hydrated ferric 
oxide—c. 7 . liquor ferri oxychlorati dialysati, ferrum o.cydatum dialysatum liquidum, 
and soluho Jerri hydrati oxydati colloidahs. E. lleiinjean and W. Kopaczcwsky 
discussed the presence of the hydrosol in mineral waters. 

The hydrosol of hydrated ferric oxide was also jirepared by T. Graham by the 
dialysis of cold soln. of ferric acetate; and after 18 days’ dialysis, about one half 
the iron was lost by diffusion and there remained a red liquid in which 1 part of 
acetic acid was associated with 15 to 16 parts of ferric oxide. R. Fabre and 
H. Penau found that the speed of hydrolysis is greatly increased by agitating the 
dialyzing liquid by a current of air or inert gas; L. P. de St. Gilles prepared a 
colloidal soln. of ferric oxide by the continued boiling of a soln. of ferric acetate; 
the reddish-brown colour of the acetate becomes brick-red as the boiling continues, 
and the peculiar taste of ferric salts gives way to that of acetic acid. The colloid 
appears turbid or opalescent in reflected light, and clear in transmitted light. The 
brown ochreous precipitate obtained when the hydrosol is treated with a trace of 
sulphuric acid or of an alkaline salt, unlike ordinary hydrated ferric oxide, is 
relatively insoluble in the more cone, acids; and when the soln. is poured into 
hydrochloric acid, the finely divided, granular, brick-red precipitate is in many 
respects unlike ordinary hydrated ferric oxide. It was accordingly called meta- 
ferric oxide, by analogy with meta-alumina ( 8 . 33, 11). To distinguish this colloidal 
soln. from those soln. with the properties of Graham's hydrosol, it is sometimes 
called St. Gilles' sol. The hydrosol was also prepared from soln. of ferric chloride 
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by J. 6. Ufer, E. Hatschek, J. M. van Bemmelen, F. W. C. Krecke, H. B. Weiser, 
and G. H. Ayres and C. H. Sorum. H. Neurath and W. Pauli discussed the con¬ 
ditions to obtain a product of a high degree of purity. 

C. F. Schonbcin, S. Hausipann, F. Beilatein and R. Luther, and E. A. Schneider 
observed that when an aq. soln. of ferric nitrate is boiled, a blood-red, colloidal soln. 
of ferric oxide is formed. A. Scheurer-Kestner obtained it by allowing an aq. soln. of 
the nitrate to stand for a long time, or by heating in a sealed tube, on a water-bath, 
a soln. of the basic nitrate. F. W. C. Krecke prepared Graham’s sol by the hydrolysis 
of ferric nitrate soln. without dialysis; A. Scheurer-Kestner, and R. Wintgen 
obtained it by dialysis of the nitrate soln. T Cohen suggested introducing a metal 
like copper filings, or zinc dust, to take up the nitric, acid liberated during the 
hydrolysis of the ferric nitrate. R. Wintgen estimated that the dialyzed soln. 
contains less than 0*002 per cent, of ferric oxide. G. Almkvist found that the 
solubility of ferric hydroxide is 1*4x10“® mol. per litre at 20°. 

H. Debray obtained the hydrosol by warming an aq. soln. of ferric chloride to 
70°, and then dialyzing the product. F. W. C. Krecke observed that the cone, of 
the sol so prepared depends on the temp, and duration of the heating, and he 
recommended slowly dropping one c.c. of a 32 per cent. soln. of ferric chloride into a 
litre of boiling water. C. H. Sorum dropped 40 c.c. of a molar soln. of ferric chloride 
into 5 litres of boiling water and diahzed the hot liquid.. The sol so prepared is 
clear, deep wine-red, almost free from chloride, and it contains 2*07 to 3*60 grins, 
of iron per litre ; only very dil. soln. are stable. The hydrosol was also prepared 
by J. M. van Bemmelen, A. P. Buntin, E. Deiss and G. Schikorr, A. Janek and 
B. Jirgensons, B. KurilofF, M. Neidle, A. W. Thomas and J. D. Garard, and J. G. Ufer. 
K. Ruegg recommended removing the acid from the aq. soln. of ferric chloride 
by the addition of hydrated alumina. J. Tribot and H. Oiretien said that the 
chloride which always persists in the hydrosol prepared by the dialysis of a soln. 
of hydrated ferric oxide in ferric chloride can be removed by electrodialysis in 
which the colloidal soln. containing the cathode is placed in the inner cell of the 
dialyzer, and the anode in the outer vessel containing the water wliich is frequently 
renewed. 

H. Freundlich and S. Wosnessensky, and H. Freundlich and S. Loel)mann 
obtained the liydrosol by the hydrolysis of iron carbonyl; E. Grirnaux, P. A. Thies- 
sen and 0. Korner, and 0. Kbrncr, by pouring an alcoholic soln. of ferric ethylate, 
Fe(OC 2 H 5 ) 3 , in water —Grirnaux s sol; P. A. Thiessen and 0. Korner, by 
hydrolyzing ferric ethylate; and F. W. 0. de Coninck, by adding salicylic acid to 
a soln. of ferric acetate, and keeping the mixture some months. 

N. N. Gavriloff found that the oxidation of a soln. of ferrous hydrocarbonate 
by air, yields only a precipitate of hydrated ferric oxide which is not peptized by 
small amounts of hydrochloric acid or of ferric chloride ; but with larger proportions 
of ferric chloride, the hydrosol of ferric oxide is formed solely from the added ferric 
chloride. Hydrogen dioxide gives a white precipitate with ferrous hydrocarbonate, 
but in the presence of ferric chloride or hydrochloric acid a colloidal soln. of ferric 
hydroxide is rapidly formed. 6, Stadnikoff and co-workers, and V. Briinig also 
oxidized ferrous hydrocarbonate by hypochlorites, chlorine, or chlorine water. 
The minimum amount of ferric chloride necessary for peptization in the oxidation 
of ferrous hydrocarbonate is about 7 per cent, of the total iron. G. Stadnikoff and 
N. N. Gavriloff found that the hydrosol of ferric oxide for use as a coagulator in 
the drying of peat can be prepared by the oxidation of solutions of ferrous hydro- 
carbonate by means of chlorine water or hypochlorous acid. The necessary cone. 
(0*04 per cent, of ferrous iron) can be obtained on a commercial scale by the treat¬ 
ment of iron turnings with water and a current of flue gas. 

M. Neidle and J. N. Crombie obtained the hy^lrosol by oxidizing ferrous chloride 
in the cold with potassium permanganate and dialyzing; M. Neidle, and 
F. L. Browne, by oxidizing ferrous chloride with hydrogen dioxide and dialyzing 
the hot soln. The dispersed soln. of iron spluttered from the electric arc with iron 
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electrodes, under water, as indicated by T. Svedberg, A. Schmauss, E. F. Burton, 
and A. Wander, is probably a hydrosol of hydrated ferric oxide. 

A. W. Dumansky and Z. P. Chescheva obtained a mixed ferrous and ferric 
hydrosol by the electrolysis of a soln. of ferric chloride, using a platinum cathode, 
and an anode of iron amalgam ; and also by shaking iron amalgam with a soln. of 
potassium hydroxide containing some mannitol, and hydrogen dioxide. 

As indicated above, freshly-])recipitated and washed hydrated ferric oxide is 
peptized by a soln. of ferric chloride ; and the hydrosol can, therefore, be obtained 
by (i) partial precipitation of a soln. of ferric chloride by ammonia, etc., and 
agitating the mixture ; or (ii) adding the hydrated oxide directly to a soln. of ferric 
chloride, as was done by A. Bechamp, F. L. Browne, R. Fabre and H. Penau, 
B. Szilard, T. Graham, J. Jeaniiel, A. Muller, J. G. Oberhard, N. Pappada, 
H. Picton and E. Linder, A. Scheurer-Kestner, 0. Schmatolla, and A. W. Thomas 
and A. Frieden. T. Graham obtained the hydrosol by a process equivalent to the 
peptization of the hydrogel, for he gradually added ammonium carbonate to a soln. 
of ferric chloride as long as the precipitate dissolved when the liquid was stirred. 
The liquid was then dialyzed. The process was also employed by F. L. Browne 
and J. H. Mathews, A. W. Dumansky, F, L. Browne, and J. G. Ufer. W. Wobbe, 
H. Schweikert, A. W. Thomas and co-workers, and T. L. Wright obtained the 
hydrosol by adding aq. ammonia to a soln. of ferric chloride so long as the precipitate 
re-dissolves on stirring. The clear, dark brown soln. so obtained scarcely tastes of 
iron. It is evaporated until it contains 3*5 per cent, of iron, and has a sp. gr. 1*05. 
The last traces of chlorine cannot be removed by dialysis, and the product still 
contains 0*75 per cent, of ferric chloride, but it is free from ammonium salts. 
G. D. Kratz added that this process does not give a cone. soln. of the colloid, but it 
avoids the necessity of washing and dialyzing a gelatinous precipitate. The process 
is best conducted by pouring a 10 per cent. soln. of ferric chloride into a large excess 
of cone, ammonia, the colloidal ferric oxide produced is coagulated by the ammonium 
chloride. On evaporating to dryness and washing with water, the ammonium 
chloride is first washed out, and then the ferric oxide deflocculates and passes 
through the filter-paper as a dark or bright red colloidal soln. If the original 
precipitate is left for some time in contact with its ammoniacal mother-liquor, 
spontaneous changes occur, so that after evaporation it is found to be insoluble. 
M. Neidle and J. Barab obtained the hydrosol by the hot dialysis of a soln. of ferric 
chloride to which was added enough aq. ammonia to react with 60 per cent, of the 
salt. R. Bradfield recommended removing the excess of precipitating agent by 
washing the precipitate in a centrifuge making 32,500 revs, per min. The main 
advantages are (i) the removal of the electrolytes formed on precipitation is more 
complete ; (ii) the addition of a peptizing agent and its consequent incomplete 
removal by either prolonged boiling or dialysis is unnecessary ; (iii) sols of a more 
uniform degree of dispersion can be prepared, since particles of similar size and of 
similar degrees of hydration are deposited in the same zone of the centrifuge bowl; 
(iv) sols of any desired cone., from a semi-gel to the merest trace, can be prepared 
by the addition of water to the more oonc. form, and all cone, are very stable. 

A. Muller made the hydrosol by using 0*5iV-KOH as precipitating agent in 
place of ammonia ; and A. W. Dumansky and co-workers employed various car¬ 
bonates, oxides, or hydroxides. According to H. Picton and E. Linder, when the 
hydrogel of hydrated ferric oxide is precipitated by univalent anions it is much 
more readily peptized by washing with water than is the case with polyvalent anions. 
P. Schmidt used 0*05 per cent, nitric acid, or 0*067 per cent, hydrochloric acid as 
peptizing agent. A. von Buzagh observed that the quantity of peptizing agent— 
ferric chloride, hydrochloric acid, or sodium oleate—^required for the peptization 
of the hydrogel of ferric oxide is dependent on the quantity of gel, which is taken 
to mean that the peptization is dependent on an anterior adsorption. C. H. Sorum, 
Wo. Ostwald and W. Rodiger discussed the peptization with hydrochloric acid; 
and A. M. Belousoff and co-workers, by copper and silver salts. A. W. Thomas 
VOL. XIII. 3 H 



834 INORGANIC AND THEORETICAL CHEMISTRY 

and A. FroidtMi, aiul A. J. Rahinowitsch and V. A. Kargin attributed the stability 
of the ordinary hydrosol to the presence of adsorbed ferric chloride. The subject 
was discussed by W. D. Bancroft, W. von Neueiistein, S. Liepatoff, and Wo. Ostwald. 
The peptization of the hydrogel by glycerol, sugar, and other hydroxylic 
organic compounds in alkaline soln. was studied by H. J. Babel, N. G. Chatterji 
and N. R. Dliar, II. W. Fischer, P. Goldschmidt and co-w^orkers, T. Graham, 
K. Grimaux, Mannich and C. A. Rojahn, A. W. Dumansky and L. G. Krapiwina, 
M. R. Mehrotra and K. C. 8en, A. Muller, J. Puls, H. Rose, C. Gropengiesfeer, 
K. V. Sen and N. R. Dhar, and K. C. Sen. The peptization of the hydrogel by 
ac(‘tic acid was studied by A. F. G. Cadenhead and W. H. Vining, and H. B. Weiser ; 
by arsenious acid, by A. Boutaric and G. Perreau, E. Grimaux, M. R. Mehrotra and 
K. C. Sen, and by K. C. Sen and co-workers ; and A. Fodor and A. Reifenberg, 
by silicic acid. A. J. Rabinowitsch and V. A. Kargin studied the behaviour of the 
acid soln. on dilution. 

Colloidal soln. can also be prepared by the use of protective colloids. 0. Fisseler 
obtained colloidal soln. by mixing 3 grms. of sodium protalbinate or lysalbinate, 
dissolved in lukewarm water, with the calculated quantity of ferric chloride in aq. 
soln. The precipitated ferric protalbinate or lysalbinate was dissolved in soda-lye, 
and the dark red soln. dialyzed until salt no longer passed through. The residue 
on the dialyzer was filtered, and evaporated on a water-bath, and dried over 
sulphuric acid in vacuo. The dark red plates form a clear, colloidal soln. with 
water. The colloid is flocculated by adding dil. sulphuric acid ; a soln. of sodium 
chloride in the cold has no visible action, but if heated, yellow flecks separate from 
the turbid soln. A 10 per cent. soln. of calcium chloride acts similarly ; but a 
10 per cent. soln. of sodium phosphate does not give a precij)itate in hot or cold 
soln. C. Paal and W. Hartmann, and Kalle and Co. employed an analogous process. 
F. Sichel used starch xanthogenate as protective colloid ; A. W. Dumansky and 
Z. P. Chescheva, mannitol; H. Freundlich and G. Lindau, hfcrnoglobin, and globin ; 
W. Bachmann, glycol, glycerol, mannitol, dextrose, sucrose, dextrin, and starch ; 
and J. Muller, cherry gum. J. N. Mukherjee attempted to And a relation 
between the stability and degree of dilution of the hydrosol. J. W. Bain and 
W. L. McOlatchie studied the ultra-filtration of the hydrosol. 

The general idea of H. Debray, L. P. de St. Gilles, T. Graham, and L. M. de la. 
Source was that the liydrosol of hydrated ferric oxide is an allotropic, soluble 
modification which is associated with some impurities. Numerous ob.servations 
by A. Bechamp, 11. Debray, J, Duclaux, F. Giolitti, A. Ilantzsch and C. II Dcsch, 
E. Heymann, H. Picton and E. Linder, M. Neidle, P. Nicolardot, J. M. Ordway, 

R. Ruer, A. Scheurer-Kastner, L. M. de la Source, J. (i. Ufer, H. P. Varma and 

S. Prakash, and G. N. WyroubofI —show that some salt must be pre.sent, presumably 
adsorbed, in order that the colloidal soln. be stable. The hydrosol has not the inky 
or ferruginous taste characteristic of ferric salts, rather does the hydrosol produce a 
rough sensation on the tongue. H. W. Fischer and E. Kuznitzky also found that in 
well-dialyzed hydrosols, a ferro-cyanide soln. does not give the prussian blue colour 
produced by ferric salts. E. Grimaux, and E. A. Schneider found that hydrogen 
sulphide acts on the cold hydrosol to form ferric and ferrous sulphides. K. Haerting 
found that the hydrosol reacts with cellulose to form a complex iron-cellulose. 
C. Doelter observed that when the hydrosol is shaken with a soln. of calcium or 
magnesium chloride, ferric hydroxide is precipitated. Silver nitrate does not precipi¬ 
tate a chloride from the hydrosol, even though T. Graham, R. Ruer, J. (i. Ufer, etc., 
have demonstrated the presence of chlorides. A. Hantzsch and (\ H. Desch said 
that the failure of silver nitrate to produce the chloride reaction is because of the 
formation of a complex between the hydrated ferric oxide and the ferric chloride. 
R. Ruer showed that the phenomenon is more likely to be due to the protective 
action of the ferric chloride on the colloid. An indicated above, A. W. Thomas 
and A. Freiden, and A. J. Rabinowitsch and V. A. Kargin considered that the 
colloidal particles owed their stability as a hydrogel to the adsorbed ferric chloride ; 
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and R. Ruer suggested that in the sol state, the chloride is partially ionized, owing 
to the invariable presence of, say, ferric chloride in the colloidal ferric oxide produced 
from that salt. 

Many observers- -J. Buclaux, A. W. Duinansky, E. Jordis, N. Kiiliul and 
W. Pauli, H. Picton and E. Linder, (il. Malfitano and co-workers, L. Michel, M. Ncidle, 
P. Nicolardot, W. Pauli and co-workers, A. W. Thomas and A. Freiden, and 
(J. N. Wyroubolf and A. Verneuil—considered the colloid to be a chloride of a 
polymerized or condensed ferric hydroxide or an oxychloride of variable com¬ 
position, [(Fe 03 H 3 ),iFe]***(Cr) 3 . N. J. Harrar and F. E. E. Gerniann studied the 
effects with salts of organic acids. The work of H. W. Fischer, F. K. Cameron and 
W. 0. Robinson, F. Giolitti, and R. B. Smith and P. M. Giesy furnishes no support 
for the hypothesis that an oxychloride is formed. P. Nicolardot obtained complexes 
with cq. ratio of Fe : Cl—125 : 6. A. Bechamp gave 7:1; J. M. Ordway, 3:1; 
G. N. Wyrouboff and A. Verneuil, 8:1; and J. Duclaux, 3(X): 1. The subject 
was discussed by G. Malfitano, and L. Michel. According to N. Kuhnl and 
W. Pauli, the hydrosols of ferric oxide prepared by peptization of precipitated 
hydrated oxide with ferric chloride contain on the average ten times as much iron 
and twenty times as much chlorine as those prepared by liydrolysis. The ratio of 
active to total chlorine is from 1 : 5 to 1 : 6 in hydrolyzed sols and is little affected 
by dialysis ; but it decreases from 1 : 3 to 1 : 17 on dialysis of peptized sols, whilst 
the total oxychloride per colloid eq. increases more than sixfold. The extent to 
which chlorine is substituted by sulphate and oxalate anions on coagulation is 
throughout considerably higher for hydrolyzed than for peptized sols. By dialysis, 
the oxychloride portion of the sol-substance is progressively diminished, more 
markedly so in hydrolyzed soln. Transport numbers are much the same for both 
varieties. M. Neidle believed that this particular ratio is more due to chance, but 
suggested that a complex is formed with the ratio at 21 :1; and A. W. Thomas 
and A. Freiden considered that it requires a mol. of ferric chloride to keep 21 mols. 
of ferric oxide in the colloidal state. There is a very wide variation in the Fe : 01 
ratio found by different observers. Thus, M. Neidle obtained 84 : 1 ; R. Bradfield, 
396: 1 ; and J. G. Ufer, 2700: 1. M. Neidle also showed that the maximum 
degree of purity attainable before coagulation occurs increaftes with decreasing iron- 
content of the soln. H. Siebourg studied the effect of dilution on the equilibrium 
between the hydrosol and the dispersion iiiedium. 

E. Heymann observed that with aged soln. of ferric chloride in which the 
proportion of colloidal hydrated ferric oxide is constant, the quotient of the active 
masses [HCl]^/[FeCl 3 ] is not constant, but undergoes a steady change with a variation 
of about 30 per cent. This indicates that the active mass of the colloidal ferric 
hydroxide cannot be regarded as constant. The size of the particles also influences 
the equilibrium, and the chlorine-content of the colloid particles is greater when they 
have been formed by hydroly.sis than when the system has })een prepared by 
adding hydrochloric acid to colloidal ferric hydroxide— vidv infra^ the hydrolysis 
of ferric chloride. All this means that, as H. 13. Weisor puts it, investigators who 
assume the existence of definite compounds are unable to agree on their composition. 
The subject was discussed by E. I. Spitalsky and co-workers. R. Zsigmondy 
considered the hydrosol to consist of electrically charged mycelial particles with 
entrained mother-liquor; and a similar hypothesis was favoured by P. Bary, 
A, Cotton and H. Mouton, 8 I. Liatschkowsky, J. Duclaux and R. Titeica, 
J. Duclaux, H. Freundlich, G. Malfitano, L. Michel, and R. Wintgen and O. Kiihn. 
tl. Duclaux said that there is a state of equilibrium between the chloride ionj, in soln. 
and in the mycelia; although A. W. Duman.sky said that the partition of ammonium 
chloride between the soln. and the myceha does not follow Henry's law. 
Wo. Ostwald, H. Freundlich, A. Lottermoser and P. Mafiia, and P. Mafiia, however, 
observed that the adsorption agrees with the usual adsorption formula. R. Ruer 
considered that part of the adsorbed chloride is partially ionized, whilst R. Wintgen 
and co-workers estimated that 7U to 90 per cent, of the adsorbed chloride is not 
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ionized. The subject was also discussed by W. Pauli, A. W. Dumansky, J. Matula, 
and R. Zsigmondy. H. Freundlich considered that the mycelia are built up of 
positively-charged FeO*-ions or Fe'*‘-ion8 associated with the complex. Thus: 


■nFe 203 

mCl.pH20 



or 


wFe203 "I 

mCI.pH20j 


Fe *Cr 


3 


where in one case it was estimated that =75*35, and m=7*86. According to 
J. Bohm, the X-radiograms of fresh hydrosols show that a basic salt is present, 
but the deposit from old soln. consists of goethite. H. Freundlich and S. Wosnes- 
sensky also discussed this subject. G. L. Clark, A. Krause and W. Buczkowsky, 
P. P. Lazareff, and J. Duclaux and R. Titeica studied the mycellar equihbrium of 
the hydrosol. G. Schikorr, and A. W. Thomas and E. R. Hamburger studied the 
hydrosol of the corresponding ferric oxybromide. 

The colloidal hydrated ferric oxide as usually prepared is a positive hydrosol, 
but negrative hydrosols have been obtained. H. Rose found that the presence of 
glycerol, mannitol, sucrose, and glucose prevent the precipitation of hydrated ferric 
oxide by the addition of alkali-lye, or a soln. of ammonia to a soln. of a ferric salt. 
H. W. Fischer dialyzed a soln. obtained by adding a sodium hydroxide soln. to a 
mixture of ferric chloride and glycerol; and P. Rona and F. Lipmann used a some¬ 
what similar process. E. Riffard said that invert sugar is seven times as effective 
as cane-sugar in preventing precipitation. There is a converse action, the presence 
of traces of hydrated ferric oxide hinders the crystallization of cane-sugar, and 
higher proportions of molasses are formed if raw sugar is kept in iron vessels. 
E. Grimaux attributed the solubiUty of the hydrated oxide to the formation of a 
negative sol stabilized by the preferential adsorption of hydroxylions. A. W. Duman¬ 
sky and T. P. Tyazhelova obtained the negative hydrosol from ferric chloride in the 
presence of a soln. of alkaline citrate. F. Hazel and C. H. Sorum obtained the 
negative hydrosol by the hydrolysis of prussian blue. N. G. Chatterji and 
N. R. Dhar observed that hydrated ferric oxide can be peptized by adding an 
alkali hydroxide to a soln. of a ferric salt in the presence of glycerol, or sucrose ; 
and N. R. Dhar and K. C. Sen found that boric, molybdic, malonic, and tartaric 
acids could be used as peptizing agents; and K. 0. Sen and co-workers, sodium 
arsenite, tartrate, or citrate. A. Schmauss, and J. Billitzer found that the colloid 
obtained by the spluttering of iron electrodes from an arc under a soln. of gelatin 
is negatively charged ; and the hydrosols obtained by E. Grimaux, 1). Yorlander, 
and P. A, Thiessen and A. Koerner are also negatively charged. A. Boutaric and 

G. Perreau studied the mutual flocculation of the positive and negative hydrosol. 

F. Powis, and A. Boutaric obtained a stable, negative sol without protective 

colloid ; he found that by adding colloidal hydrated ferric oxide to a dil. soln. of 
sodium hydroxide of suitable cone., it may be changed from positive to negative, 
coagulation being prevented by mixing in this order. It may also be directly 
prepared as a negative colloid by allowing the hydrated ferric oxide particles to 
form in the presence of a dil. soln. of sodium hydroxide. The view is taken that 
the potential difference at the surface of colloidal particles is due to adsorption 
of ions from the soln., and that its sign depends on whether the cations or anions 
arc in excess in the layers nearest the particles. The negative sol so prepared is 
brownish-yellow, and showed no sign of precipitation after standing for three weeks. 
Sols of ferric oxide prepared by the electrical disintegration of iron electrodes under 
water are usually charged positively, but, according to T. Malarsky, filtration through 
filter-paper, fat-free cotton, glass-wool, or sand, may make the charge less positive, 
neutral, or negative, and he explained the phenomenon as an effect of contact 
electrification. By successive filtration of the sol of hydrated ferric oxide through 
filter-paper, the potential difference of the double layer is diminished, and con¬ 
sequently, the velocity in an electrical field is also diminished ; repeated filtration 
will reduce the potential difference to zero and finally change the sign of the charge. 

H. Freundlich and S. Wosnessensky found that a hydrosol obtained by oxidizing 
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iron pentacarbonyl with hydrogen dioxide and flocculated by boiling, furnishes a 
negative hydrosol when peptized by sodium or potassium hydroxide ; the positively 
charged hydrosol is also discharged by shaking it with dil. alkali-lye. H. R. Kru}^ 
and J. van der Spek also found that the positively-charged hydrosol is discharged by 
shaking it with a soln. of sodium hydrophosphate ; H. Mayanagi, that potassium 
ferrocyanide acts similarly; and P. Rona and F. Lipmann, that the positive 
hydrosol becomes negative when shaken with sodium citrate. 

The clear soln. of ferric peptonate prepared })y M. Robin by adding ammonium 
chloride to a mixed soln. of glycerol, peptone, and ferric chloride, was a negative 
soln. of hydrated ferric oxide peptized by glycerol and peptone. Ordinary positive 
colloidal soln. of liydrated ferric oxide cannot be used for intravenous injections, 
since it precipitates the negatively charged serum of the blood, but a negative soln. 
containing alkali and glycerol does not precipitate serum, and was recommended 
by H. W. Fischer in arsenical poisoning, and by L. Dozzi, in the treatment of 
anaemia. 

H. B. Weiser and G. L. Mack prepared alcoholsols of ferric oxide with methyl 
and propyl alcohols. P. Rehlinder and E. Wenstrom studied the stabilizing of 
suspensions of ferric oxide in benzene, toluene, and heptane. 

According to A. Cotton and H. Mouton, the hydrosol of hydrated ferric oxide 
contains particles of two kinds. The particles in the lower part of the sol are 
specifically heavier, and have positive birefringence, whilst those in the upper part 
have a negative birefringence. N. P. Peskoff, and A. Szegvari also found two kinds 
of particles in the hydrosol, and discussed what is called harophoresis. X-radio- 
grams by J. Bohm, J. Bdhm and H. Niclassen, H. Freundlich, H. Zocher, H. Zocher 
and K. Jacobsohn, H. Zocher and W. Heller agree that the lower layers of particles 
are richer in ferric hydroxide than the uj)per layers. P. Bary also considered that 
his experiments on the drying of the hydrosols showed that two kinds of j)articles 
are present. G. Quincke also studied this subject. According to H. Freundlich, 
H. Diesselhorst and H. Freundlich, and B. Lange, the optical properties of th(5 
hydrosol show that the aged hydrosol is anisotropic, and contains tabular, and 
rod-like particles- -H. Zocher said disc-shaped. R. Wintgen and M. Biltz, W. Pauli 
and co-workers, and L. Tieri made estimates of the sizes of the particles; 
R. Wintgen, A. W. Dumansky, and N. Kiihnl and W. Pauli, of their density ; and 
R. Wintgen and 0. Kiihn, and N. Kuhnl and W. Pauli, of the magnitude of the 
charge. G. Jander and A. Winkel found that in the hydrolysis of the ferric salts, 
a series of basic states are produced which are stable under definite conditions of 
equilibrium. The state of equilibrium is very .sensitive to the H*-ion concentration. 
The stable states range from the unimolecular ferric salt to the polymolecular 
ferric hydroxide. Small changes in the H'-ion concentration produce large changes 
in the mol. wt. of the product of hydrolysis. 

F. Giolitti showed that the physical character of the precipitated hydrogel of 
hydrated ferric oxide varies with the nature of the precipitating agent. Thus, the 
hydrogel produced by the addition of a trace of sulphurous, sulphuric, selenious, 
iodic, periodic, boric, or phosphoric acid, is gelatinous, and it is not re-peptized by 
water ; while the hydrogel produced by adding tra('es of hydrochloric, hydrobromic, 
hydriodic, nitric, perchloric or perbromic acid, is a finely divided, brick-red powder ; 
and the hydrogel produced by the addition of a larger proportion of the monobasic 
acid is readily peptized by water. H. B. Weiser found that this anomalous 
behaviour is independent of the valency of the precipitating ion. The most 
voluminous precipitates are formed when there is a rapid coagulation throughout 
the entire soln., and when the precipitating agent has no solvent action on the 
particles. Gelatinous precipitates are formed when the finely divided particles 
of the hydrate are produced under conditions favouring the formation of a network 
enmeshing the mother-liquor. Just as large crystals are formed by the slow 
deposition from a super-saturated soln., and small crystals, by rapid precipitation, a 
condition which may also form a gelatinous mass, so, in L. P. de St. Gilles’ soln., finely- 
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divided particles are present which, if allowed to agglomerate slowly, may form more 
or less granular masses entangling very little water ; but, if allowed to agglomerate 
rapidly, the particles have not time for orientation and a network may form 
entangling a relatively large amount of mother-liquor. This produces a relatively 
voluminous precipitate. Low concentrations of polyvalent ions cause rapid coagu¬ 
lation, and produce gelatinous precipitates. The solvent action of the precipitant 
also comes into play; thus, potassium chloride has no solvent action, and the 
stabilizing influence of the potassium ion is slight, hence rapid coagulation and a 
voluminous precipitate is formed, but with hydrochloric acid, the H*-ion has a 
stabilizing influence, and the precipitate is slightly soluble in the acid. The 
smallest particles are most readily attacked, and this will hinder the formation 
of a network enmeshing the mother-liquor, and restrict the amount of mother- 
liquor which can be entangled in the precipitate. This reduces the vol. of the pre¬ 
cipitate; actually, the precipitate is usually granular. The colour of the precipi¬ 
tate furnished by L. P. de St. Gilles’ soln. is not always brick-red ; it varies with the 
conditions of precipitation. H. B. Weiser found that it is possible to make a 
transition from brown to yellow by increasing the size of the particles. This may 
be effected by heating water to which ferric chloride has been added. The yellow 
colloidal hydrated oxide is not readily dehydrated at 100° and probably contains 
adsorbed ferric salt. A yellow colloidal soln. was prepared by L. P. de St. Gilles’ 
method by allowing the acetate soln. to remain for a few days before diluting and 
boiling. The slow hydrolysis of the acetate favours the formation of yellow 
hydroxide stabilized by adsorbed ferric salt. When the soln. is boiled, a stable 
yellow colloid is formed instead of the usual brick-red one. J. N. Mukherjee studied 
the effect of dilution on the stability of the hydrosol; A. K. G. Cadenhead and 
W. H. Yining, the reversibility of the process; and H. Handovsky, the effect of 
ageing the soln. 

According to G. H. Ayres and C. II. Soriini, the size of the particles in the 
hydrosols of ferric oxide, prepared by the hydrolysis of soln. of ferric chloride 
between 100° and 145°, range from 52/x/i. to —average GO/xft. The size is not 
influenced by the temp, of preparation, or by the cone, of its reactants. The 
colour of colloidal hydrated ferric oxide varies from yellow to brick-red and brownish- 
red. According to E. F. Holden, the colour of colloidal soln. of hydrated ferric 
oxide when a thickness of 10*5 cms. is viewed against a white background, is pale 
yellow for soln. with 0-0007 per cent. Fe203 ; yellowish-orange, with 0-0034 per 
cent. ; orange, with 0-0059 per cent. ; red, with 0*034 per cent. ; and dark red, with 
0-068 per cent. G. Malfitano, and H. W. Fischer recognized that the variation in 
colour from yellow to red to brown is associated with an increase in the size of the 
p-irticles -vide supra, ferric oxide. E. A. Schneider observed that the hydrosol 
becomes brick-red when heated to 200° ; and observations were also made by 
L. P. de St. Gilles. H. B. Weiser’s experiments on the hydrolysis of ferric chloride 
showed that the two factors are co-related. Finely-divided brown particles can 
be transformed into larger yellow, and still larger brick-red particles by heating 
them under suitable conditions. J. B. Nichols and co-workers, P. L. du Noiiy, 
R, AudubertjR. Zsigmondy and C, Carius discussed the sizes of the colloidal particles. 
The observations of U. Antony and G. Giglio, Wo. Ostwald, E. Schaer, T. Svedberg, 
R. Bradfield, H. M. Goodwin, and C. L. Wagner on the hydrolysis of ferric chloride 
soln. whereby a colourless, dil. soln. changes spontaneously first to yellow and then 
to reddish-brown, make it appear that the yellow particles are smaller than the 
brown. The colour of a dil. colloidal soln. is not necessarily the colour of the 
particles. R. Bradfield found that a colloidal soln. of hydrated ferric oxide contains 
varying proportions of small, highly hydrated, reddish-brown particles and also 
larger, less hydrated yellowish-brown particles which can be separated from one 
anotl^er by the centrifuge. Both forms can be converted into larger, still less 
hydrated, brick-red particles by heating them to 100°. If the conditions are such 
that the red particles remain in colloidal soln., then L. P. St. de Gilles’ sol is formed. 
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A yellow St. Uilles' «ol does not become red by a prolonged boiling of the soln.; this 
is attributed by 11. B. Weiser to the fact that the yellow particles, formed under 
certain conditions, lose water at 100'’ less readily than the reddish-brown particles. 
W. D. Bancroft pointed out that the yellow colloid is formed under conditions where 
the adsorption of a ferric salt is possible. H. B. Weiser showed that the adsorption 
of the ferric salt does not always produce the yellow colloid, but it may be that the 
yellow colloid, which is not converted to red by heating at 100^, is stabilized })y the 
adsorbed ferric salt. The subject was discussed by G. D. Grane, P. P. Lazaretf, 
H. W. Kohlschiitter and H. Siecke, and B. W. Desai and co-workers. M. Annett-^ 
discussed the filtration of colloids. 

R. Wintgen found that the specific gravity* at 2574'", of the hydrosol pn^paivd 
by the dialysis of a soln. of ferric nitrate with the cone, of Fe(()H)3, exj)r<'>:scd in 
grams per 100 grms. of the dispersion medium : 

Fe(OH)3 • 0-23030 000683 1*00.30 1*0728 2-27r)«.) 

gr. . . 0*99856 1*00095 1*00356 1*00405 1*01199 

K. Grossrnann expressed the cone, in grams Fe per 100 c.c. of soln., and found ; 

Fo{OH)3 . 0*408 0*815 1-222 1*630 2*445 3*260 

Sp.gr. . . 1*0031 1*0084 1*0135 1*0187 1*0291 10392 

Observations were also made by N. Sahlbom, and G. H. Ayres and C. H. So rum. 
A. Gatterer peptized the hydrogel with acetic acid, and evaporated the dil. soln. 
by warming it under reduced press. The following are the results, Tabic LXXXIX, 
reduced to water at determined in vacuo. Both R. Wintgen, and A. Gatterer 
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observed that the sp. gr. and the specific volume of the hydrosol are a linear function 
of the concentration. H. Picton and E. Linder, and H. R. Kruyt and J. van der 
Spek observed that a small dilation, just exceeding the errors of observation, occurs 
when the hydrosol coagulates. 

H. Picton and E. Linder found that the coagulation of the hydrosol is attended 
by an expansion. They attempted to measure the osmotic pressure of colloidal 
soln. of hydrated ferric oxide prepared in various ways, but consistent results could 
not be obtained, H. Picton and E. Linder observed no perceptible change of temp, 
during the coagulation of the hydrosol of ferric oxide by the addition of electrolytes. 
Observations were also made hy F. van der Feen, W. Biltz and A. von Vegesack, 
and G. Malfitano. J. Duclaux said that the osmotic press, increases with con¬ 
centration but is not proportional to it; R. Zsigmondy, and J. Duclaux found 
that the osmotic press, decreases slightly with a rise of temp. ; and J. Duclaux, and 
G. Malfitano found that the osmotic press, of the soln. do not vary directly with the 
electrical conduct!vity—the latter decreases with dilution more rapidly than the 
former. It is assumed that the colloidal soln. contain hypothetical, compl<‘X 
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oxy*BaIt 8 possessing the very properties under investigation! It is not surprising 
that the colloidal soln. show a sUght osmotic press., and f .p. effect, because, generally, 
some adsorbed soluble salts are present. J. Lindemann showed that the electrol 3 rte 
content of ja sol can determine the osmotic press. The more dil. the hydrosol, the 
less the relationship between osmotic press, and the cone., and this is attributed to 
negative osmosis. S. Horiba and co-workers found that the osmotic press, of 
the hydrosol does not increase in light. T. Yamatori studied the dialysis of the 
hydrosol, and found that ferric ions dialyze completely when the H*-ion cone, 
is Pjj= 3-7 to 3-9. H. Freundlich and co-workers (1932) discussed the action of 
sound waves on the thixotropic gels. R. Wilson and T. C. Poulton found that the 
hydrosol is immediately coagulated when subjected to a pressure of 300 atm., and 
in 30 mins, when the press, is 100 atm. 

H. Picton and E. Linder found that the surface tension of water is not affected 
by the presence of the colloid. N. Sahlbom made some observations on the capillary 
movements of the hydrosol. W. L. Rolton and R. S. Troop observed no change 
in the surface tension of the hydrosol in a magnetic field of 16,000 gauss. J. Alexander 
discussed the relation between surface tension and the kinetic activity. G. Jander 
and A. Winkel measured the relation between the coeff. of diffusion and the 
H*-ion concentration; and E. Ullmann, the rate of diffusion of ferrum oxydatum 
saccharatum solubile. K. Grossmann found that with hydrosols of ferric hydroxide 
having C grms. of Fe per c.c., the viscosity* i), at 25°, is ; 

C . , . 0-408 0-815 1-222 1-630 2-445 3-260 

1? . . . 0-00914 0-00952 0-00981 0 01030 0-01105 0-01215 

Measurements were also made by N. Sahlbom, and A. du Pre Denning. H. Freund¬ 
lich and E. Schalek, E. Schalek and A. Szegvari, G. H. Ayres and C. H. Sorum, 
J. H. Yoe and E. B. Freyer, R. N. Mittra and N. R. Dhar, A. Gatterer, N. R. Dhar 
and V. Gore, H. Meerbrei, and H. W. Woudstra observed the effect of pressure, 
p mm., to be such that with hydrosol, over 4 years of age, containing 9*5 per cent. 
Fe 203 , at 20 °, the vivseosities in arbitrary units were : 

p ... 10 20 30 40 50 

Viscosity . 0-0338 0-0313 0-0299 00289 0-0280 

A 10 per cent, hydrosol did not change its viscosity, 17 = 0 * 1368, at 20°, over the range 
p=10 to 50 mm., and the sol was therefore about 13 times more viscous than 
water. More dil. hydrosols have perceptibly smaller values. The effect of 
temperature was measured by H. Meerbrei, N. R. Dhar and D. N. Chakravarti, and 
A. Gatterer. H. W. Woudstra observed: 

20“ 26 ° 30 ° 36 ° 40° 45° 50 ° 55° 00 ° 

7 ) 0-01069 0-00950 0-00849 0-00766 0-00703 0-00639 0-00585 0-00534 0-00490 

A. W. Thomas and E. R. Hamburger’s results with the hydrosols of ferric oxychloride 
(Cl) and oxybromide (Br) are summarized in Fig. 531. A. G. Banus and M. Masriera 
studied the effect of a magnetic field on the viscosity. The effect of ageing is to 
decrease the viscosities in both cases. The observations of H. W. Woudstra, 
N. R. Dhar and D. N. Chakravarti, and K. Grossmann show that by reducing the 
dispersion of the hydrosol by raising the temp., or by the addition of small 
proportions of an electrolyte, the viscosity decreases until the viscosity curve 
attains a minimum value. A. Fernau and W. Pauli observed also that the ^-rays 
of radium at first depress the viscosity, and then rapidly augment it. J. H. Yoe 
and E. B. Freyer studied the effect of the H'-ion cone, on the viscosity of the 
hydrosol, and C. H. Sorum, the diffusion. G. Rossi and A. Marescotti found that 
the surface tension and stability are not altered by the addition of 0*04 per cent, 
of gelatin. N. R. Dhar and 8 . Prakash observed that a mixture of 4 c.c. O-SAf-FeCls, 
1 c.c. Af-(NH 4 ) 2804 , 2 c.c. 3 - 5 iV-CH 3 .COONa, 12-5 c.c. of water, and 0*5 c.c. of 
2 * 34 iV-NH 40 H sets to a jelly in 6 hrs. The viscosities of the soln. at 30° were : 

Age . . 0 30 60 90 107 132 mins. 

Viscosity . 0-009324 0-009324 0009349 0-1168 0-01731 0-01928 
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I. Doerinckel found the 8pe<^c heat of the hydrosol and hydrogels of hydrated 
feme oxide: ^ o j 

FcjOg . . .1*6 3*3 6*5 8*6 10*8 per cent. 

Sd ht /Hydrosol . 0*982 0*966 0*938 0*915 0*901 

*\Hydrogel . 0*981 0*979 0*967 0*946 0*941 

A. Brann, J. H. Walton and A. Brann, and H. Freundlich and F. Oppenheimer 
observed that under-cooled hydrosols of hydrated ferric oxide freeze more rapidly' 
than is the case with water alone, and 
the crystals are tabular. Measurements 
of the lowering of the freezing-point 
were made by F. KrafFt, G. Malfitano 
and L. Michel, H. Pic ton and E. Linder, 

A. W. Thomas and A. Frieden, A. Sa- 
banejeff, A. W. Dumansky, A. Gattcrer, 
and 6. Bruni and N. Pappada, but the 
effect, if any, is outside the limits of 
the experimental errors of observation. 

F. L. Browne found that the effect of 
dextrose on the f.p. of the colloidal soln. 
shows that practically all the water in 
the sol acts as solvent for the substances 
dissolved in the sol. J. H. Gladstone 
and W. Hibbert obtained a lowering of 
the f.p. corresponding with a mol. wt. 
of 5000; A. W. Dumansky calculated 
a mol. wt. of 3120; J. Duclaux, 115,(X)0; 
and R. Wintgen and co-workers, 32,000. 
meaning. G. Malfitano discussed the size of the colloidal particles, since the whole 
basis of the calculation is invalid. G. Bruni and N. Pappada obtained negative 
results in the attempt to measure the effect of the colloid on the vapour pressure 
of water. 

M. Berthelot, and H. Picton and E. Linder obvserved that there is a small 
evolution of heat during the coagulation of the hydrosol— beat of coagulation. 
F. L. Browne, and F. L. Browne and J. H. Mathews obtained the same value for 
the heat of coagulation with sols prepared by three different methods, indicating 
that ferric oxide hydrosols represent an equilibrium which is defined by the temp., 
press., cone., and purity. The change in the degree of dispersion of ferric oxide 
during coagulation does not involve a measurable heat effect. The heat effects 
observed during the coagulation of sols of low purity are due to the dilution of the 
ferric chloride and hydrochloric acid contained in the sols, to the mixing of these 
electrolytes with the added coagulating electrolyte, and to changes in the adsorption 
equilibria. The subject was studied by F. Doerinckel; and H. R. Kruyt and J. van 
der Spek observed with sodium sulphate coagulation, the heat developed is about 
2 cals, per gram of Fe203, and it increases with the cone, of the chloride in the sol. 
The heat of coagulation varies greatly with concentration of the hydrosol; and it 
increases with the proportion of adsorbed salt. The heat of coagulation with 
potassium oxalate is three times as great as with aluminium sulphate ; the heat of 
coagulation is greater in dil. than in cone, soln., but no heat is developed when the 
hydrosol is diluted with water. Differences in the results with different preparations 
of the same hydrosol are due to differences in the proportion of adsorbed salts. 
F. Doerinckel observed that the heat of dilution of an aged 10*8 per cent, hydrosol 
was zero ; but F. L. Browne and J. H. Mathews found that fresh hydrosols have a 
positive heat of dilution, and that the value decreases during the dialysis, becoming 
zero, then negative, and finally zero. 6. J. Bouyoucos discussed the heat of reaction 
with soln. of the alkali hydroxides. 

H. Picton and E. Linder, and A. Gatterer studied the dispersion of the hydrosol 
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These results, however, have no particular 
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as exhibited by the Tyndall effect — 1 . 13, 7. Ultraniicroscopic observations were 
made by H. Diesselhorst and H. Freundlicli, U. Freundlich and co-workers, 
T. Tevreli, A. Boutaric and C. Tourneur, A. W. Dumansky, N. Kiihnl and W. Pauli, 
B. Kuriloff, R. Wintgen and M. Biltz, and R. Wintgen and 0. Kuhn. B. Lange 
found the depolarization of the Tyndall's beam of light by the particles of the 
hydrosol is much greater with green light than it is with red light. R. Wintgen 
found that the index Ol refraction^ /x, of the hydrosol /i/D is a linear function of the 
concentration, where D represents the sp. gr. of the soln. ; and that with hydrosols 
having a concentration of C grms. of Fe(0H)3 per 1(X) grms. of dispersion medium, 
the indices are : 

r . . . O-2303U 0 00083 1 0030 1 0728 2*2759 

/ti . 1*33300 1*33364 1*33443 1*33463 1*33697 

S. Prakash studied the extinction coeff. during the coagulation of the hydrosol. 

V. Henri and A. Mayer, and C. Doelter observed no coagulation in radium rays ; 
but A. Righi, A. Fernau and W. Pauli, and W. P. Jorissen and H. W. Woudstra 
observed a slow coagulation. J. A. N. Friend made some observations on this 
subject. P. Lai and P. B. Ganguly studied the action of ultra-violet light; 
S. S. Bhatnagar and co-workers, and J. A. Crowther and J. A. V. Fairbrothcr, 
the action of X-rasrs; A. Cotton and H. Mouton, and 0. Scarpa, the rotation of the 
plane of polarization in a magnetic field ; and F. Allison and P]. J. Murphy, and 
W. Heller and H. Zocher, the magneto-optic properties. W. Zimmermann observed 
that the photoelectric effect is not perceptible. 

0. Majorana observed that hydrosols of hydrated ferric oxide are birefringent 
in a magnetic field, the so-called Majorana effect. The hydrosol traversed by a 
ray of light at right angles to the lines of magnetic force exhibits double refraction 
sometimes as great as that of quartz. The birefringence disappears when the 
magnetic field is extinguished. 0. Majorana, and A. Cotton and H. Mouton found 
that the birefringence is accompanied by a perceptible dichroism of the hydrosol. 
A. Schmauss inferred that the magnetic field caused an orientation of the particles. 
The phenomenon was discussed by 0. Wiener, Lord Rayleigh, J. Kerr, L. Tieri, 
A. du Pre Denning, R. Gans and H. Isnardi, A. Pontremoli, 11. P'reundlich, 
and F. Braun. A. Cotton and H, Mouton observed that after ultra-filtration tlirough 
collodion, the filtrate remained inactive, while the double refraction of the colloidal 
residue was increased. While ordinary coagulation gives an inactive g(*l, coagula¬ 
tion in a magnetic field gives a gel with a permanent double refraction even in the 
absence of a magnetic field. The turbidity and double refraction depend on the 
age of the hydrosol; and the ageing is hastened by raising the temp.,—thus, 4 hrs.’ 
heating at 100° raised the birefringence forty-fold. The turbidity and viscosity 
increase during the warming so that the greater the grain-size of the particles, 
the greater is the birefringence. Some sols prepared by the electric process have 
particles which are visible under the ordinary microscope, and the long particles 
become oriented in the magnetic field, and the hydrosol is then birefringent. The 
double refraction is, therefore, attributed to the orientation of lamellar or rod-like 
particles in the magnetic field, but the rods or flakes do not form threads. The 
reason the small particles give a smaller effect is due to the more vigorous brownian 
movement disturbing the orientation. A. Cotton and H. Mouton inferred that 
the Majorana effect is due to the nature of the particles themselves as well as to 
their orientation; and this is in accord with the observations of H. Freundlich, 
G. Quincke, H. Diesselhorst and co-workers, D. Graffi, A. Pontremoli, and L. Tieri, 
that the ferric oxide hydrosol exhibits double refraction when stirred mechanically, 
or when an electric current is passed through the liquid. C. von Nageli had 
previously explained the optical and other properties of colloids on the assumption 
that they consist of anisotropic ultramicrons having a great resemblance to minute 
crystals. A. W. Ewell, L. Tieri, and 0. M. Corbino studied the effect of a variable 
magnetic field on the Majorana effect. 
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The colour and dichroism oi the liydrosol have been previously discussed. 
B. Lange studied the absorption of light by the hydrosol of ferric oxide. 0. Scarpa 
found that the absorption spectra of the hydrosols are not in accord with Beer’s 
law; with a decreasing concentration, the absorption in the red increases, and 
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S. S. Bhatnagar and co-workers observed no marked change in the velocity of 
cataphoresis before and after exposing the hydrosol to X-ra3^. Tlie el^tropho^siS) 
or rather the cataphoresis, of the positive colloid was studied by W. Biltz, H. Picton 
and E. Linder, J, N. Mukherjee and co-workers, S. H. Whang, F. Hazel and 
G. H. Ayres, W. B. Hardy, A. Reychler, R. Audubert, and W. Spring. The neptive 
form of the colloid was discussed above, likewise also the reversal of the electric sign 
of colloids by adding varying proportions of positive or negative anions. The speed 
of migration of the colloidal particles of the positive hydrosol with a potential 
difference of 1 volt jier cm. was found by R. Wintgen and M. Blitz to be 24-J 
to 35*1 ems. ])er sec.; A. J. Rabinowitsch and V. A. Kargin gave 37-1 cms. per sec.; 
W. Pauli and co-workers—N. Kiihnl, L. Engel, F. Rogan, and G. Walter approxi¬ 
mately 4*4 ; and W. Pauli and J. Matula, 57 to 336. The latter value is considered 
by R. Wintgen and M. Biltz to be too large, because the conductivity of the inter- 
mycellary fluid was ignored. H. Puiggari measured the electrical transport of the 
colloidal particles for the hydrosol, at 17° using a current of 0-003 amp. and an e.m.f. 
of 23 volts across the electrodes. The amount of spongy, dark-orange coloured 
coagulum which separated on the platinum cathode was directly proportional to 
the current, averaging 304x10-“^ g. per amp. pet sec. for currents of 0*003 to 0^1 
amp., irregularly and progressively smaller for 0*036 to 0*065 amp., and invisible 
for less than 0-0003 amp. The electrical transport is increased by rise of temp. 
The subject was discussed by S. S. Bhatnagar and D. C. Bahl, A. Boutanc and 
G. Perreau, H. Puiggari, F. Hazel and co-workers, A. J. Kabiuowitsch and 
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E. Fodiman, and H. Freundlich and Q. Lindau. H. Freundlich and S. Wosnes- 
sensky, P. Rona and F. Lipmann, and F. Powis discussed the speed of migration, 
or rather the anaphoresis, of the colloidal particles of the negative hydrosol, and 
the value works out to be between 15 and 30 cms. per sec. The speed of migration 
of the cataphoretic particles was found by H. Freundlich and H. P. Zeh to be 
lowered by the addition of complex cyanides proportionally with the valency ; 
and H. Freundlich and G. V. Slottman found that the lowering of the speed by 
salts of the sulpho-acids increases as the salts rise in the homologous series. 
H. Freundlich and P. Rona observed that substances like camphor or thymol lower 
the speed of migration; and S. W. Young and L. W. Pingree found that light 
produces a similar result. The subject was discussed by L. Engel and W. Pauli. 

E. H. Buchner and A. H. H. van Royen found that when a thin stream of the 
hydrosol of ferric hydroxide flows through the dispersion medium between two 
vertical electrodes, the stream broadens out in all directions. The effect is not 
one of cataphoresis, and it is attributed to differences in electrical conductivity 
of the hydrosol and the dispersion medium. A. Lottermoser and Ta-Yu Chang 
studied the effect of dilution on the electric charge of the sol. 

The sp. electrical conductivity of the hydrosol varies within wide limits and it 
depends on the proportion of chloride associated with the hydrosol. R. Wintgen 
and M, Biltz found the sp. conductivity in mhos for hydrosols with the following 
atomic proportions of Cl: Fe to be : 

Cl:Fe . 0 1472 0 1354 0 1238 0 1236 0 1132 00994 0*0605 

MhoxlO^ . 1*525 1*246 0*8509 0*7544 0*6460 0*5073 0*4622 

Observations were also made by W. Kopaczewsky, R. Wintgen and co-workers— 
M. Vohl, and 0. Kiihn—W. Pauli and co-workers—N. Kuhnl, G. Walter, J. Matula, 

F. Rogan, and L. Engel—A. Gatterer, A. Hantzsch and C. H. Desch, N. R. Dhar, 
and N. R. Dhar and I). N. Chakravarti. The conductivity of the sol increases with 
ageing, and approaches a constant value. K. C. Sen and co-workers gave 30X 

to 244 X 10“<i niho for the conductivity of the negative hydrosol. G. Malfitano found 
that soln. of ferric chloride will pass through a collodion membrane without causing 
a change in electrical conductivity; but J. Duclaux observed that Graham's sol, 
with 0*032 gram-atom of iron per litre, gives a colourless liquid by ultra-filtration 
through a collodion membrane, so as to separate the mycelia from the intermycellary 
liquid. The original soln, had a conductivity of 113x10“® mho; the filtrate, a 
conductivity of 82x10“® mho; and the residue, one-tenth the original, had a 
conductivity of 280x10“® mho. The removal of the mycelia decreased the con¬ 
ductivity ; the intermicellary liquid is not changed by its passage through the 
membrane. The adsorption of the electrolyte by the membrane is negligible. This 
subject was discussed by R. Wintgen and M. Vohl, R. Wintgen and M. Biltz, 
J. Duclaux, E. Heymann, A. Lottermoser, R. Zsigmondy, and Wo. Ostwald. 
According to H. Handovsky, the longer the hydrosol of ferric oxide is dialyzed, the 
greater the increase in conductivity with the ageing of the sol; the increase in 
conductivity is said to take place chiefly in the intermycellary liquid into which the 
ions move slowly from the mycelia. A. W. Thomas and E. R. Hamburger’s results 
with the hydrosols of ferric oxychloride (Cl), and oxybromide (Br) are summarized 
in Fig. 532. The effect of ageing is to increase the conductivity in both cases. 

R. Wintgen and co-workers attempted to calculate the number of. molecules 
in a single colloidal particle from measurements of the electrical conductivity and 
the transport numbers, involving a number of very debatable assumptions. It was 
found that an aged hydrosol, with 1*601 grms. FegOg and 0*06014 grm. Cl per 
100 grms. of sol, assuming all the particles have the same size, had the average com¬ 
position of [75*35Fe2O3.7*86HCl.«H2O)FeO]‘10*230+10*230Cr. A. Lottermoser 
found that the H’-ion cone, of the ultra-filtrates from an aged sol to be the same as 
that of the sol itself, and the mycelia are supposed to contain neutral chloride 
and chloride ions. The positive charge of the colloid is attributed to the stronger 



adsorption of the H -ion, and he represented the composition of the particles by 
[(a;Fe208.t/HCl.zH20)H']^+(n—5^)01', where qQY represents the chloride ion corre¬ 
sponding to the adsorbed H’-ion. The sp. conductivity of the sol is greater than 
that of the ultra-filtrates, and A. Lottermoser regarded the difference as the true 
conductivity of the mycelia. The mobility of the mycelia rises abnormally with 
increasing dilution in sol containing but a small proportion of chlorine. This is 
taken to mean that the mycelia are adsorption complexes, and the abnormality 
is attributed to the displacement of adsorption and hydrolysis equilibria by dilution. 
H. B. Weiser added that there is no need to assume that the hydrosol is an electrolyte 
with complex oxychloride to account for the observed fact that only part of the 
chlorine present appears to be ionic. He argued that an indefinitely large number 
of hydrated ferric oxides are possible, and differing amongst themselves in the 
average grain-size, and therefore also in the amount of salt or salt-ions adsorbed 
at the surface ; as shown by F. L. Browne, and P. Maffia, the colloid of Graham’s 
sol adsorbs ferric chloride and hydrochloric acid as well as Fe*"-, H*-, and Cl'-ions, 
in proportions dependent on the nature of the colloid, the sp. adsorption, and the 
cone. The preferential adsorption is in favour of the ferric and hydrogen ions— 
the chloride ion is not adsorbed so strongly. There is a state of equilibrium between 
the proportion adsorbed and the proportion in soln. Prolonged dialysis involves a 
loss of the adsorbed ions, and this decreases the stability of the sol. The adsorbed 
chloride is masked or protected by the hydrated ferric oxide, and does not respond 
to the ordinary tests, and it has a negligible effect on a chlorine electrode and is not 
detectable by the potentiometer. Hence, continued H. B. Weiser, it is to be 
expected that the amount of ionic chlorine is less than the total chlorine of the 
soln. W. L. McClatchie studied the H‘-ion concentration of sols of ferric hydroxide. 
H. Puiggari prepared the hydrosol, with the H‘-ion cone. eq. to pjj=3*8, by gradually 
adding aq. ammonia (90 grms. of 28 per cent. NH3 and 180 c.c. of water) to 1000 
grms. of a soln. of hexahydrated ferric chloride in 2000 c.c. of water, and dialyzing 
for 264 hrs. The cone, of the H‘- and d'-ions were determined electrometrically 
by W. Pauli and J. Matula, N. Kiihn] and W. Pauli, A. J. Rabinowitsch and 

V. A. Kargin, P. Rona and F. Lipmann, R. Wintgen and M. Biltz, F. L. Browne, and 
A. W. Thomas and A, Frieden. A. J. Rabinowitsch and V. A. Kargin, and H. Pall- 
man studied the H‘-ion activity of the dispersed phase. A. Lottermoser and 

W. Riedel compared the electrolytic and electrokinetic potentials. 8. 8. Kistler 
discussed the dielectric constant 

A. Turpain and B. de Lavergne observed that a magnetic field has no effect 
on the dispersion of ferric hydroxide, but if some iron, nickel, cobalt, or chromium is 
present, coagulation occurs. 8. Berkman and H. Zocher obtainedx==“-0*03x 10-® 
for the magnetic susceptibility of the hydrosol prepared by the dialysis of a soln. of 
ferric chloride; P. Pascal gave —0-019 xl0“® for a hydrosol with 4-93 grms. Fe 
per litre ; and 0. Scarpa obtained —0*4x10-® to 0*7 x 10“® for hydrosols prepared 
by electrical spluttering. The magnetic susceptibility was also examined by 
G. Wiedemann, and A. du Pr4 Denning. W. Hagen observed that the magnetic 
susceptibility decreased linearly with the temp.; and R. Gans and H. Isnardi 
found that it decreased with the temp., and increased with the field-strength. 

According to H. Freundlich, the smallest concentrations in mols per litre, 
required for the precipitation of the hydrogel from the hydrosol of hydrated ferric 
oxide, are : 

KNOj iBa(N 03 )., NaCl iBaCl, K.SOg MgS 04 KgCrjOy 

00119 0 0140 0 00925 0 00964 0 00020 0 00022 0 00019 

The negative ion apparently exerts the dominant action, and bivalent ions are 
more effective than univalent ions. H. Freundlich found the order of the precipi¬ 
tating power of the anions to be : chromate> sulphate >hydroxide>Balicylate> 
b€nzoate>chloride>nitrate>bromide>iodide; and H. B. Weiser and E. B. Middle- 
ton, using L. P. de 8t. Gilles’ sol, found : ferrocyanide>ferricyanide>-dichromate> 
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tartmt/e> 8 ulphate> oxalate> cliromate>iodate> bromate> thiocyanate> chloride 
>chlorate>mtrate>bromide>iodide. According to H. B. Weiser, hydrochloric 
acid has two precipitation values for L. P. de St. Gilles’ sol, one above the other 
with a zone of non-precipitation between, in which the colloid is less stable than 
the original colloid. The degree of reversibility of the precipitation of hydrous 
ferric oxide is determined mostly by the specific adsorbability of the precipitating 
ion, although the physical character of the precipitate has an influence. Non- 
electrolytes, even in cone, soln., have very little action. A. W. Dumansky found 
that when the hydrosol is boiled with Fehling’s soln., the colloid is precipitated 
along with cuprous oxide. 0. Baudisch and W. H. Albrecht studied the subject. 
N. R. Dhar and R. N. Mittra discussed the rhythmic coagulation of ferric 
hydroxide sol. 

Observations on the coai^ulation of the hydrosol by electrolytes were made by 
H. Freuudlich and co-workers—H. P. Zeh, K. Jarobsohn, V. Birstein, G. V. Slott- 
man, S. Wosnessensky, A. Brossa, and M. Aschenbrenner—E. Weitz and H. Stamm, 
H. R. Kruyt and J. van der Spek, J. Traube and E. Rackwitz, A. W. Dumansky 
and co-workers, E. Schalek and A. Szegvari, W. Knaust, F. Hardy, H. D. Murray, 
S. I. Dyachkovsky, J. N. Mukheriee and co-workers, B. N. Desai and P. M. Barve, 
J. Lisiecky, N. R. Dhar and V. Gore, C. H. Sorum, S. LiepatofT, H. Mayanagi, 
S. G. Chaudhury and A. Ganguli, H. Picton and E. Linder, E. S. Moore and 

J. E. Maynard, M. N. Chakravarti and co-workers, G. Rossi and A. Marescotti, 
W. V. Bhagwat and N. R. Dhar, A. J. Rabinowitsch and V. A. Kargin, E. Deiss 
and G. Schikorr, A. von Buzagh, W. Pauli and co-workers, A. Yanek, 

K. Jablczynsky and co-workers, A. Ivanitzkaja and L. Orlova, W. P. Jorissen 
and H. W. Woudstra, W. B. Hardy, A. Boutaric and co-workers—M. Dupin and 

G. Perreau—N. Pappada, S. Ghosh and N. R. Dhar, N. R. Dhar, D. Deutsch and 
S, Loebmann, W. W. Taylor, S. S. Joshi and V. L. Narayan, and P. Rona and 
F. Lipma!nn. The results show that univalent anions like the Cl'- Br'- and I'-ions 
are not very different in their action, but the F'-, CyS'-, and OH'-ions have a 
particularly high coagulating value. Soln. of sodium phosphate act between two 
limiting concentrations; the coagulating value of the complex cyanides increases 
with their valency; and the coagulating values of the fatty acids, and of the 
sodium salts of the sulpho-salts, are greater the higher their position in the 
homologous series. K, Hakozaki attempted to express the coagulating power of 
electrolytes by an empirical formula. H. Freundlich, and S. Ghosh and N. R. Dhar 
found the coagulating values are independent of the age of the hydrosol. A. Bou¬ 
taric and G. Perreau, H. Freundlich, K. C. Sen and co-workers, H. B. Weiser and 

H. 0. Nicholas, H. R. Kruyt and J. van der Spek, and 0. Fodor and R. Riwlin 
observed that the coagulating power increases with the concentration of the 
hydrosol, but T. Takamatsu found that whilst the coagulating powers of the 
OH'-j.SO/'-, CO 3 "-, HPO 4 "-, FeCye""-, and Cr 207 "-ion 8 are proportional to the 
cone, of the hydrosol, that of the I'-, and CHsCOO'-ions is dependent on the cone, 
of the hydrosol, and that of the Cl'- and NOs'-ions is independent of the cone, 
of the hydrosol. E. F. Burton and E. Bishop found that with some colloids: 
The precipitating power—pp.—of imivaient ions increases, that of bivalent ions 
remains unchanged, and that of tervalent ions decreases with a decreasing con¬ 
centration of the sol. H. B. Weiser and H. 0. Nicholas observed that the rule 
does not apply for the hydrosol of hydrated ferric oxide ; their results, plotted in 
Fig. 533, were obtained with a hydrosol having 1*7 grms. of the colloid per litre as 
100 per cent.: 


Cone, of colloid 

. 100 

50 

25 

12-5 per rent. 

jKBrO, 

. 40-1 

34-4 

28*0 

250 

J'p. value IK 2 SO 4 

0-08 

0-41 

0-25 

016 

(K^FeCy,. 

0-57 

0'30 

010 

0-08 


On the other hand, R. C. Judd and C. H. Sorum found that with a hydrosol quite 
free from chlorides, the coagulation follows E. F. Burton and E. Bishop’s rule. 
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Under these conditions, the amount of coagulating univalent ion decreases as the 
rono. of the sol increases. N. R. Dhar and co-workers found that the more con- 
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The nitrate and chloride ions were found to be exceptional. The amount of sulphate 
or hydroxide ion necessary for precipitation was almost eq. to the chloride-content 
of the hydrosol. He thus regarded the process of coagulation as a definite stoichio- 
metrical, chemical action, t.e. a double decomposition of the ordinary type. 
F. Hazel and C. H. Sorum> H. Freundlich and G. Lindau, and P. Rona and F. Lip- 
mann found that the coagulating value increases with the H*-ion cone, of the soln., 
but the order of the coagulating power of the anions is but little affected by the 
cone, of the H'-ion. Graham’s sol is stabilized by adsorbed H’-ions, and probably 
also by ferric ions. Different concentrations of electrolytes are required to neutralize 
the adsorbed ions and to precipitate the sol. The cone, of the acids required for 
precipitation are greater than those of the potassium salts because the stabilizing 
H’-ion is more strongly adsorbed than the K’-ions. W. Pauli and co-workers— 
J. Matula, G. Walter, F. Rogan, and W. Kiihnl—discussed the displacement of the 
chloride associated with the hydrosol by the coagulating anion ; and A. J. Rabino- 
witsch and Y. A. Kargin; the effect of the H’-ion concentration on the exchange of 
ions. 

H. Freundlich and G. Lindau studied the coagulation value of albumen - 
egg-albumen, hjcmoglobin, paraglobulin, gelatin, globin, and trypsin ; and A. Janek 
and B. Jirgensons, methyl, ethyl, propyl, and isobutyl alcohols. H. M. 8tark 
found that the hydrosol is coagulated by bubbling some gases through the liquid ; 
carbon dioxide caused no coagulation ; but the iron precipitated by a litre of 
gas was 273x 10~7 grm. with nitrogen ; 317 x 10"” grm. with air ; 428x grm. 
with hydrogen ; and 453xl0~ 7 grm. with oxygen. A. W. Dumansky found that 
when a soln. of carbamide is added to a colloidal soln. of hydrated ferric oxide, 
the time of coagulation increases as the cone, of the carbamide is diminished, 
but the cone, of the colloid has no effect on the proces.^i. Until the occurrence 
of coagulation, the cone, of the coagulating substance is less than its calculated 
value, but after coagulation the colloid retains hardly any of the coagulating 
substance. The process of coagulation is assumed to occur thus: carbamide 
passes readily through the walls of the bubbles of the colloid suspended in the 
water, consequently no coagulation appears at first, but the carbamide soln. is 
concentrated within the cells of the colloid until the strain causes them to burst 
and coagulation takes place. Under certain conditions, the bubbles of the 
colloid do not burst, but they stretch, thus occupying a larger vol. and finally 
cause the formation of a jelly. A. W. Dumansky prepared colloidal soln. of 
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hydrated ferric oxide containing 8*69 grms. of barium nitrate, or 2-152 grms. of 
potassium chloride, or 4 grms. of potassium nitrate. Conductivity measurements 
of mixtures, in various proportions, of colloidal hydrated ferric oxide soln. and 
ammonium chloride soln., show that in these mixed soln. the ammonium chloride 
distributes itself between two solvents, namely, water and the mols. of the colloid. 
C. E. Linebarger concluded that it is very unlikely that the coagulation or gelatiniza- 
tion of the hydrosol is comparable with crystallization from supersaturated soln., 
because the addition of a small amount of a substance having the power to start 
coagulation in one part of a colloidal soln. does not cause the coagulation to spread 
at a certain rate throughout the whole soln., such as would occur with crystallization 
from a supersaturated soln. K. Jablczynsky and M. Soroczynsky studied the 
kinetics of the process of coagulation of sols of ferric hydroxide by electrolytes ; 
K. Jablczynsky and M. Knaster showed that the speed of coagulation increases 
with the temp, between 5° and 45° ; and K. Jablczynsky and co-workers found that 
the coagulation velocities with different univalent anions are in the proportions 
r : Br': NO 3 ': Cl' —1 : 7*92 : 72-9 : 169. A. Fordor and R. Riwlin discussed the 
speed of coagulation of the hydrosol. According to G. H. Ayres and C. H. Sorum, 
the flocculation of hydrosols showed no regular variation with the temp, of prepara¬ 
tion, but samples heated to different temp, were less stable to a flocculating agent 
the higher the pre-heating temp. Opaque sols of an orange-red colour, produced 
at a high temp., showed considerable sedimentation on standing. The colour and 
turbidity of the sols indicate that the oxide is less hydrated the higher the temp, 
of preparation, and the oxide is then less stable towards electrolytes than sols 
prepared at a lower temp. The decrease in stability and increase in turbidity 
are not due to an increase in the grain-size of the particles. W. Knaust discussed 
the coagulation of the sol peptized by phosphoric acid. hi. S. Hedges and 
R. V, Henley studied the periodic coagulation of the hydrosol. 

The coagulation of the negative hydrosol of ferric oxide by electrolytes was 
studied by H. Freundlich and S. Wosnessensky, P. Rona and F. Lipmann, K. C. Sen 
and co-workers, and A. Boutaric and G. Perreau. 

Mixtures of some electrolytes instead of additively strengthening one another's 
action, reduce their mutual effect; hence the terra antagonistic elecfarolsrtes. Thus, 
mixtures of ferric and potassium chlorides, or of aluminium nitrate and potassium 
sulphate, act as antagonistic colloids in the flocculation of the hydrosol of hydrated 
ferric oxide. The phenomenon was first observed by H. Picton and E. Linder in 
connection with the effects of pairs of electrolytes on the coagulation of the hydrosols 
of arsenic trisulphide. The subject was discussed by K. C. Sen, A. Rabinerson, 
A. Lottermoser and K. May, and S. Ghosh and N. R. Dhar. It is supposed that the 
antagonistic effect is due to the interference of the one precipitating ion on the 
adsorption of the other. A. Boutaric and M. Dupin observed that in the mutual 
flocculation of the hydrosols of hydrated ferric oxide, and arsenious sulphide, when 
an insufficient quantity of either sol to cause the flocculation of the other, is added, 
and the mixture is allowed to stand a few days, the soln. becomes increasingly 
sensitive to further additions, so that a total quantity of so little as one-twentieth 
of the quantity required on a first addition is needed to produce flocculation. 
The phenomenon is analogous with anaphylaxis^ where an animal, a few weeks 
after a single injection of protein, becomes extremely sensitive to a second 
injection which would otherwise be harmless. N. P. Peskoff and V. I. Sokoloff 
found that when the hydrosol is treated with just sufficient magnesium sulphate to 
start coagulation, the addition of low concentrations of hydrochloric acid increase 
the stability of the colloid, whilst high concentrations decrease it, although coagula¬ 
tion Is never complete. When sulphuric acid is used as coagulant, the presence of 
hydrochloric acid increases the instability to a greater extent than in the case of 
magnesium sulphate. 

Protective colloids, or retarders, act by hindering the coagulation of hydrosols, 
and thus make hydrosols more stable —vide supra. Some substances, called 
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8611 SltiZ 6 rS 9 iucreartc the seusitiveDess of the hyclrosol to coagulation by electrolytes 
—particularly by univalent chlorides, bromides, iodides, or nitrates which have a 
weak coagulating value. Thus, H. Freundlich and P. Kona observed this to be 
the case in the presence of urethane, camphor, thymol, amyl alcohol, acetone, 
phenolthiourea, and tributyrine. Electrolytes which have a stronger coagulating 
value—like the fluorides, sulphates, and citrates—do not have so marked an effect. 
H. R. Kruyt and 0. F. van Duin observed that the presence of phenol, or, better, of 
isoamyl alcohol, favours the coagulation power of potassium chloride or sulphate ; 

A. Janek and B. Jirgensons observed that methyl, ethyl, propyl, and isobutyl 
alcohols have a similar effect on the precipitation value of soln. of sodium chloride ; 

B. N. Ghosh found that thymol, urethane, and amyl alcohol accelerate the coagula¬ 
tion of the hydrosol; H. Freundlich and G. Lindau, egg-albumen, and serum 
paraglobulin ; and S. G. Chaudhury and A. Ganguli found that the hydrosol is 
more sensitive towards coagulation in the presence of methyl and ethyl alcohols, 
and pyridine ; urea sensitized it towards potassium chloride and sulphate ; and 
glycerol, towards potassium sulphate and ferrocyanide. 

According to A. Brossa and H. Freundlich, when the hydrosol is added to a soln. 
of albumin, free from electrolytes, the particles of albumin and of hydrated ferric 
oxide are positively charged, but not so strongly as the particles of hydrated ferric 
oxide when alone. Hence, the hydrosol of hydrated ferric oxide and albumin 
behaves as a positive suspensoid, which is precipitated by small cone, of electrolytes. 
In the precipitation by electrolytes the nature of the anion, its valency, and tendency 
to adsorption are of importance. The quantity of electrolyte necessary to precipi¬ 
tate the complex sol is much less than that required to precipitate the pure hydrated 
ferric oxide sol; consequently the complex sol has become more sensitive. The 
sensitiveness can be further increased by adding albumin sol to the albumin-ferric 
oxide sol. With large cone, of electrolytes, the particles first precipitated are 
re-dissolved; in this case, as in the peptization of globuhn and casein sols, the nature 
of the anions is determinative, in so far as the high valency anions and organic 
anions (for example, SO/', picrate ion, citrate ion) show their action at much smaller 
cone, than the others. Albumin is not quantitatively combined with the hydrated 
ferric oxide sol, but divided between the sol and the soln. The partition does not 
follow a simple adsorption isotherm, but the quantity adsorbed is proportional to 
the concentration for small albumin cone.; whilst at high cone., a saturation value 
is reached. The adsorption does not appear to be reversible. With increasing cone, 
of hydrated ferric oxide, the sensitiveness of the complex sol decreases, and 
approaches more nearly to the pure hydrated ferric oxide sol in its properties. The 
albumin hydrated ferric oxide sol is somewhat more turbid than the hydrated ferric 
oxide sol, but it cannot be resolved into its constituents in the ultra-microscope. 
This is easier in the region where no precipitation is possible, and most easy in 
those sols to which an excess of albumin soln. has been added. The whole of the 
phenomena of precipitation and re-solution are explained by the adsorption of the 
anions of the soln., and depend on the discharge and then re-charging of the particles. 
If instead of adding an electrolyte to a hydrated ferric oxide-albumin sol an albumin 
sol containing an electrolyte is precipitated with hydrated ferric oxide sol, it is seen 
that in many respects the relationships are identical, particularly in the amount of 
hydrated ferric oxide combined with the albumin. Differences noticeable in the 
nature of the precipitation can be explained by assuming that the changed conditions 
have affected the rate of coagulation. The action was also studied by W. Pauli and 
L. Flecker, H. Freundlich and G. Lindau, H. Freundlich and co-workers—G. Lindau, 
and S. Wosnessensky—and J. Reitstotter. A similar effect was observed with 
soln. of albumin, paraglobulin, hannaglobin, and globin; and W. Beck found that 
lecithin and cholesterin, R. Wintgen and E. Meyer, gelatin, and S. Ghosh and 
N. R. Dhar, gelatin, albumin, and tannin, act in the same manner. The sensitiza¬ 
tion effect is attributed to the lowering of the surface charge on the particles as a 
result of the adsorption of a substance with a lower dielectric constant than water; 
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but Ij. Michaelis and 1\ Kona could not detect any adsorption of these non- 
eleclrolytes by the hydrosol of ferric oxide, nor could they detect any effect due to 
their presence on the adsorption of eh'ctrolytes. The subject was discussed by 
H. Freundlich and co-workers—P. Kona, and G. Lindau—and by W. Pauli and 
J^. Flecker. Y. Matsuno, V. Henri and A. Mayer, and W. P. Jorissen and 
H. W. Woudstra found also that exposure to the j8-rays of radium favours the 
coagulation of the hydrosol by electrolytes. 

H. B. Weiser and E. B. Middleton showed that when a positive colloid hke 
hydrated ferric oxide is coagulated by electrolytes, the negative precipitating ion 
is adsorbed ; but the order of precipitating power and the order of adsorption are 
not the same. This is because the adsorption measured is ion adsorption plus 
adsorption of neutral salt, so that one effect may mask the other. H. Freundlich 
observed that colloids may show a kind of acclimatization, for the hydrosol of ferric 
oxide requires less electrolyte for precipitation when it is added all at once to what 
is required, than when it is added step-wise with long intervals of time, and particu¬ 
larly when the slow addition produces a fractional precipitation of the sol. This is 
expressed by saying that the colloid becomes acchmatized to its surroundings when 
the electrolyte is added slowly, and so more is required to produce a given result. 

V. N, Krestinskaja and 0. S. Moltschanova said that the effect is due to slow chemical 
changes ]) rod need by a reaction of the colloid with the added electrolyte. 
H. B. Weiser added that the effect of the addition is not necessarily due to the 
adaptability of the colloid to the electrolyte, because fractional precipitation not 
only renio\'(‘S ions by adsorption but it alters the stability of the soln. by decreasing 
its concentration. The factors which determine the excess for slow rates of precipi¬ 
tation are : (i) the extent of the fractional precipitation ; (ii) the adsorbing power 
of the colloid ; (iii) the adsorption of the precipitating ions ; and (iv) the effect of 
the dilution of the soln. on the precipitation cone, of electrolytes. 

The mutual coagulation of hydrosols.—A. LotterrnostT, and W. Biltz observed 
that a positively charged hydrosol like that of hydrated ferric oxide is coagulated 
by a negatively charged liydrosol. Complete flocculation occurs only within certain 
limiting proportions of the two hydrosols ; with other proportions, the coagulation 
is incomplete. The phenomenon was observed with silicic acid, by T. Graham, 

W. M. Simakoff, W. Biltz, A. W. Thomas, and N. Pappada ; with the hydrosols of 
selenium, cadmium sulphide, stannic acid, timg.stcn-blue, molybdenum-blue, and 
platinum, by W. Biltz ; with humus, by H. Udiuft; with mastic, by M. Ncisser 
and Ih Friedemann; with arsenic or antimony trisulphides, by W. Biltz, H. Freund¬ 
lich, A. W. Thomas, J. Billitzer, and M. Neisser and U. Friedemann ; manganese 
dioxide, by E. Deiss, H. Udiuft, and W. M. Simakoff ; with vanadic acid, by W. Biltz, 
and H. Freundlich and W. Leonhardt; with ferrous hydroxide, by E. Didss and 
G. Schikorr; with gold, by W. Biltz, and A. Galecki and M. kS. Ka.storskij ; and 
with silver, by A. Kabinerson, and F. Doerinckel, who found that the heat of coagula¬ 
tion reaches a maximum with 60 to 70 per cent, of silver hydrosol, and then falls 
off rapidly. Optimum coagulation occurs with 70 to 80 per cent, of silver colloid. 
K. Wintgeii and E. Meyer, R. Wintgen and M. Vohl, D. 0. Bahl, II. B. Weiser and 
co-workers, and IT. Freundlich and G. Lindau observed that the hydrosol of 
gelatin coagulates the liydrosol of hydrated ferric oxide. According to K. Wintgen 
and E. Meyer, when constant amounts of a sol of hydrated ferric oxide arc mixed 
with increasing amounts of gidatin soln. and water to give constant final vols., two 
types of flocculation are obtained according as the necessary amount of water is 
added to the hydrated ferric oxide or the gelatin soln. When the water is added to 
the gelatin soln., flocculation commences at a well-defined point and the amount of 
precipitate increases to a maximum. When water is added to the sol of hydrated 
ferric oxide, for increasing amounts of gelatin, the commencement of the floccu¬ 
lation is well marked, this is followed by an increasing flocculation to a rather 
indefinite maximum, there is then a sudden fall to a point of no flocculation, and 
finally, a renewal of increasing flocculation. The amount of gelatin required for 
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the first flocdulation decreases with increase in the cone, and the age of the initial 
gelatin soln. For a series of dilutions of ferric hydroxide sols of different origin, 
the amount of gelatin required for flocculation decreases in a linear manner with 
the dilution for typical colloidal sols, but decreases in a linear manner with the 
cone, of semi-colloidal sols, containing much hydrochloric acid. The first case is 
regarded as a simple mutual flocculation, and the second as involving, in addition, 
an increasing dispersion of the gelatin with increasing amounts of hydrochloric 
acid. H. Udluft found also that coagulation occurs when the hydrosol of hydrated 
ferric oxide is mixed with humus ; A. Rabinerson, with prussian blue, night blue, 
dextrin, albumin, or silver; M. Neisser and U. Friedemann, with mastic ; and 
R. Ellis, with oil emulsion. E. A. Schneider observed no flocculation of the 
hydrobol of hydrated ferric oxide by the hydrosol of gold sulphide. 

According to W. Biltz, complete coagulation occurs only when a sol of one sign 
is neutralized by adsorption of an amount of colloid carrying eq. ions of the opposite 
sign. The amounts required for the purpose vary with their nature. In one case, 
the positive hydrosol of ferric oxide was more effective than the hydrosol of cerous 
oxide, and less effective than the hydrosol of tlioria in coagulating the hydrosol of 
gold ; while the hydrosols of both thoria and cerous oxide were more effective 
than positive hydrosols of hydrated ferric oxide in coagulating the hydrosols of 
antimony and arsenic sulphides. A. W. Thomas and L. Johnson found that there 
is a chemical equivalence between the peptizing agents of the positive hydrosol of 
hydrated ferric oxide peptized by ferric chloride and hydrosols of silicic acid pe])tized 
by sodium silicate, provided the ratio of the peptizing agent to the disperse phase 
falls within a certain range; outside this range, the coagulation appeared to be erratic. 
The precipitations showing chemical equivalence between the peptizing agents at 
maximum coagulation exhibit little variation in the coagulation ratios with dilution, 
whilst those shou ing a divc^rgence from chemical equivalence a}>proach the chemical 
equivalence on dilution. The mutual coagulation of hydrosols of hydrated ferric 
oxide and silicic acid is thus assumed to be due to the removal of the peptizing agent 
by chemical action between them. It is also possible that the mutual coagulation 
of the hydrosols of arsenic trisulpliide and of hydrated ferric oxide is due to the 
chemical reaction : »S'"-t-2Fe“’=8+2Fe”. H. B. Weiser added that in order to 
obtain data sii])porting the chemical reaction theory, it appears to be necessary to 
choose the experimental conditions to fit the case. R. Wintgen and II. Lowenthal 
found the reciprocal coagulation of oppositely charged sols is a maximum when the 
cone, of the sols expressed in equivalent aggregates are the same, meaning when 
equal numbers of charges of opposite sign are mixed. J. Billitzer found that 
gelatin forms a positive sol in acid or neutral soln., and so precipitates negative 
sols, but not positive ones like the hydrosol of hydrated ferric oxide ; on the other 
hand, gelatin in ammoniacal soln. forms a negative sol, and precipitates the hydrosol 
of hydrated ferric oxide. If gelatin is first added to the colloidal ferric oxide and 
afterwards ammonia, a stable mixture of positive sols is clianged to a stabh; 
mixture of negative sols. 

F. Powis observed that the positively charged hydrosol of hydrated ferric oxide 
is precipitated by the negatively charged hydrosol, and vice versa. The positively 
charged hydrosol of ferrous hydroxide was found by A. Schmauss to be coagulated 
by the negatively charged hydrosol of hydrated ferric oxide ; but D. Vorlando* 
found that, in general, the negative hydrosol of hydrated ferric oxide is not coagu 
lated by negative hydrosols. 

N. Pappada observed that, in general, the coagulation of the hydrosols by non- 
electrolsrtes does not occur; thus, A. Janek found that the hydrosol of hydrated 
ferric oxide is not coagulated by benzene, chloroform, and ether, or by mixtures of 
these liquids, but a partial coagulation was produced by carbon disulphide. 
Y. Matsuno found that sugar soln. are inactive, but cone. soln. of ethyl alcohol 
flocculate the hydrosol. A. W. Dumansky found that urea coagulates the hydrosol 
very slowly; whilst P. P. von Weimarn and A. W. Alexejeff observed that when 



862 INORGANIC AND THBORETICAL CHEMISTRY 

the hydroflol is shaken with turpentine, a coafsuluin collects at the boundary surlaoe 
of the two liquids; and H. Frcundlich and S. Loobinann obtained an analogous 

WJitth 

A. W. Dumansky observed that the coagulation o! the hjdrosol by meohanioal 

agitation can be produced. For instance, the hydrosol is slowly coagulated when 
it is treated in a centrifuge having 4()(X) revolutions per minute. H. Freundlich 
and H, Kroch observed that the hydrosol obtained from iron pentacarbonyl 
coagulates readily during 20 hra.' stirring with 500 revolutions per minute, but not 
so with the hydrosol produced by the hydrolysis of ferric chloride. H. Freundlich 
and S. Loebmann comjwired the result with the coagulation produced with turpentine 
or benzene— vide supra —but here the coagulation occurs at the boundary surface 
of bydrosol and air. According to E. Schalek and A. Szegvari, if a 5 or 10 per cent, 
hydrosol of hydrated ferric oxide is mixed with a small proportion of an electrolyte, 
it gradually forms a pasty hydrogel which easily becomes liquid when it is agitated. 
Gelatiaization again occurs on standing, and the alternate sequence of changes : 
sol~>gel-^sol^ . . . can be repeated indefinitely. This isothermal, reversible 
transformation : SoMGel, by mechanical agitation, was called by T. Peterfi, 
thixotropy—from the act of touching; and rpeVeiv, to change. The phe¬ 

nomenon was studied by H. Freundlich and co-workers—A. Rosenthal, W. Rawitzer, 
and K. Sollner—N. Maiinesco, A. de Waele, A. Paris, E. A. Hauser, S. S. Kistler, 
W. Heller, D. Deutsch, P. Barry, E. J.i. McMillen, H. A. Ambrose and A. G. Loomis, 
and A. Kutzelnigg and W. Wagner. The speed of gelatinization is reduced 
in the presence of some hydroxylic hydrophiles like the amino-acids, sugar, and 
increasing cone, of the H‘-ions ; and it is increased by a rise of temp., the addition 
of sensitizers—like ethyl alcohol, agar-agar, gelatin, and saponin—and by 
electrolytes witli anions of a high valency. K. Wilson and T. C. Poulton found that 
there is a coaxulation by pressure of a colloidal soln. of ferric hydroxide—in 
30 mins, at 100 atm., and immediately at 300 atm. press. 

N. Sahlbom found that coagulation by capillary action occurs when long 
strips of filter-paper are immersed in positive hydrosols, the precipitation takes 
place at the surface of contact; but negative hydrosols rise through the capillary 
network without hindrance. The precipitation of the positive colloids is not due 
to chemical action, but to the setting up of an e m f. as a consequence of the stream¬ 
ing of the liquid through the capillaries ; this potential difference brings about the 
discharge of the positively charged colloidal particles. If the capillaries are not 
sufficiently narrow, the resulting e.m.f. is not large enough to give rise to complete 
precipitation, and a rise of the po.sitive colloid is observed. According to F. Fichter, 
when a drop of a dialyzed hydrosol of hydrated ferric oxide is placed on a glass 
plate, and a second plate is allowed to sink slowly so as to make a pair of parallel 
plates, the thin layer of soln. between the plates exhibits a sharply defined, circular, 
opalescent zone in consequence of the precipitation of the po.^jitive ('olloid. The 
critical distance between the plates necessary for the precipitation i.s 0'U322 mm. 
Negative colloids do not show the phenomenon; and A. W. Thomas and 
J. D. Garard observed the })henomenon only with concentrated, positive hydrosols. 

H. Picton and E. Linder ob.served that in many cases coag^ation by freezing 
occurs so that the hydrosol is flocculated by freezing, or by alternate freezing 
and thawing, but with the hydrosol with much adsorbed chloride, no change occurs. 
Similar results were obtained by 0. Bobertag and co-workers, A. Heiciuschka, 
N. Ljubawin, and A. W, Thomas and A. Frieden. S. I. Dyachkovsky found that 
the coagulation by freezing is prevented by alcohol. The coagulation by heat 
was examined by N. R. Dharand S. Prakash. T. Katsurai and T. Watanabe heated 
the hydrosol between 120° and 180° in an autoclave, and found the products all 
possessed good quality red colours with X-radiograms like that of haematite— vide 
infra, hydrogels. W. Knaust found that the hydrosol of feriic hydroxide coagulated 
in 45 mins, at 100° ; in 150 mins, at 80°; and in 480 mins, at 60°. H. Stmtzing, 
S. Roy and N. R. Dhar, J. R. 1. Hepburn, A. Lottermoser and F, Langenscheidt 
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and A. Boutaric and Y. Mani^re observed no tendency to coagulation by exposure 
to light : but P. Lai and P. B. Ganguly noted the coagulation of the %drosol in 
ultra-violet light, and A. Boutaric and J. Bouchard found that if fluorescent sub¬ 
stances—eosin, rhodamine, fluorescein or erythrosin—are present in the soln. the 
flocculation is faster in daylight, and faster still in ultra-violet hght. V. Henri 
and A. Meyer, and W. P. Jorissen and H. W. Woudstra observed no tendency to 
coagulation by exposure to the j3-rays of radium, although A. Boutaric and M. Boy, 
and A, Fernau and W. Pauli said that coagulation does occur with a prolonged 
exposure to the jS-rays. H. Pic ton and E. Linder, and W. Biltz observed that 
coagulation by an electric current occurs as a flocculation about the cathode— 
vide supra, electrophoresis. H. Puiggari observed that the rate of coagulation is 
proportional to the current-strength and time; with a current-strength of 0*003 
ampere, no coagulation occurs. A rise of temp, favours coagulation. B. N. Ghosh 
found that the coagulation of the hydrosol, by potassium chloride, sulphate, 
oxalate, or ferricyanide, by sodium hydroxide, or by aniline sulphate, begins when 
the electrokinetic potential falls below 32 millivolts. 

Adsorption phenomena. —According to H. Udluft, dolomite adsorbs the 
hydrosol of ferric oxide bat not that of manganese dioxide; clay adsorbs both. The 
two hydrosols exert a protective action on one another, but humus precipitates 
from the hydrosol hydrated ferric oxide but not hydrated manganese dioxide. 
Hydrocarbonates precipitate hydrated ferric oxide when unprotected, but not 
hydrated manganese dioxide and humus soln. M. Geloso also examined the 
adsorption of the hydrosol by manganese dioxide. N. Carli observed that china 
clay adsorbs the hydrosol very shghtly, if at all. P. Rohland pointed out that the 
adsorptive powers of clays depends on the colloidal matter present in the clay; 
and some clays contain virtually none. H. Freundlich and A. Poser, and H. Udluft 
also observed that china clay adsorbs the hydrosol. A. Fodor and A. Rosenberg 
found that china clay adsorbs colloidal ferric hydroxide from soln. of ferric chloride, 
partially hydrolyzed, but colloidal alumina is not adsorbed, so that a separation of 
the two can be effected. The acid formed by the hydrolysis is not adsorbed by 
the clay, so that the hydrolysis reaches a state of equihbriuro. Talc also adsorbs 
the colloidal hydroxide and also neutralizes the acid, so that talc causes a complete 
hydrolysis of the soln. of ferric chloride. Finely-ground sea-sand was also found to 
adsorb the hydrosol. H. Freundlich and A. Poser observed no adsorption by 
alumina. E. Wedekind and H. Rheinboldt observed that the hydrosol is decolorized 
when it is shaken with hydrated zirconium oxide. N. Carli found that the adsorption 
of the hydrosol by animal charcoal does not follow the usual adsorption law, for the 
amount of adsorption is independent of the vol. of the hydrosol and the amount 
of colloid present, but is directly proportional to the weight of the charcoal. On 
the other hand, A. ^\. Thomas and T. R. Ic Comptc said that purified charcoal 
adsorbs no hydrosol. The action of technical charcoal is not due to adsorption, but 
to a flocculation in consequence of the presence of electrolytes. A. Fodor, and 
H. Freundlich and A. Poser also observed the flocculation of the hydrosol by 
charcoal. 

According to Y. Matsuno, the liydrosol of ferric oxide readily adsorbs acid-dyes ; 
II. Haber studied the adsorption of potassium ferricyanide, and potassium cuprous 
cyanide ; H. Freundlich and AV. Kawitzer, tyrosine ; and L. Michaelis and P. Rona, 
albumen—grape sugar is not adsorbed. A. Boutaric and F. Banes observed that 
the mycelial liquid adsorbs dyes more readily than does the coagulum. E. Baur 
and 0. Nagel said that the hydrosol can be employed to adsorb the noble metals 
from sea-water. The adsorption of electrolytes has been previously discussed in 
explaining some of the phenomena connected wdth the flocculation of the hydresol. 
The subject was di.scussed by N. Schiloff and A. Iwanitzkaja, and S. Ghosh and 
N. R. Dhar. A. Lottermoser and P. Maffia, and Wo. Ostwald found that the 
adsorption of chlorine ions by the mycelia proceeds in accord with the normal 
isotherm. S. Ghosh and N. R. Dhar found that the H -ions are strongly adsorbed. 
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11. B. VVciser, and 11. 13. Weiser and E. B. Middleton noted that the adsorption of 
the anions proceeds in the following order: phosphates>citrate8>tartrates> 
oxaIatcs>sulphatcs>iodates>dichromate8; and H. B. Weiser and E. E. Porter 
found that with increasing T^n-values, the oxalates are less and less adsorbed. 

The solubility of gases in the hydrosol of hydrated ferric oxide.—According to 
A. Findlay and B, Shen, the solubility of hydrogen in the hydrosol of hydrated ferric 
oxide is not appreciably different from its solubility in water; and G. Geffcken 
made a similar remark with respect to oxygen, for the solubility of that gas in the 
hydrosol at 25° is 0*03084, and in water, 0*03080. The solubility of nitrous oxide 
in the hydrosol at 25° is less than it is in water, for the respective solubilities in the 
hydrosol and in water are 0*5793 and 0*5942. A. Findlay and H. J. M. Creighton 
observed for tlie solubility, S, at different press., p mm., of soln. with C grm. of 
Fe(OH )3 per 1(X) c.c. of sol: 

)/> ■ 758 846 934 1010 1121 1383 mm. 

t ^.ggg 

r 140 i/' * ^*^35 1078 1215 1432 mm. 

^ 16'. 0-586 0-579 0 577 0-581 0*585 0-580 

• 754 835 883 1093 1208 1358 rnm. 

( --tuoi ^.^gQ 

Obserxations were also made by A. Findlay and 0. R. Howell. A. Gatterer found 
for the solubility of aceh/lene in the hydrosol, expressed in terms of the vol. of gas 
absorbed by unit vol of li(iuid at the given temp, and press. : 



ao" 

25® 

20® 

15“ 

10® 

(0*871A’- . 

. 0*9400 

1*018 

Mil 

1*227 

1.364 

0-52KV- . 

0 93()0 

1*016 

1*111 

1 224 

1*364 

|0-3:ULV- . 

. 0*9495 

1*029 

1*126 

1*241 

1*383 

!oi2.v. 

. 0*9450 

1 026 

M26 

1*236 

1*379 


The solubility of carhon dioiidc in the hydrosol is greater than it is in water alone ; 
and it does not follow Henry's law. G. Geffcken stated that with carbon dioxide 
there is a comparatively rapid initial adsorption followed by a slow continuation of 
the adsorption. A. Findlay and H. J. M. (Veighton found that the slow adsorption 
is barely appreciable even at high press., and, in general, for press, below atmospheric, 
the increase in solubility is proportional to the cone., C grm. Fe(0H)3 per 100 c.c. 
of the hydrosol, 

/-_nrro ™ ‘^28 1015 1146 1356 mm. 

( - \S . ().g48 y.g43 o-g41 ().g42 0-845 0-846 

<;> • 750 847 923 1090 1234 1322 mm. 

C 0 ^60^ ^.gg2 0.g5g <)g50 (j.g57 Q.goo 0*861 

\p . 746 841 985 1071 1133 1256 mm. 

^ \S . 0-886 0-881 0-880 0*878 0*878 0-887 

^ \p . 747 831 918 1002 1150 1267 

( -1-661 I 


A. Gatterer found the effect of temp, on the solubility, expressed as the vol. of gas 
absorbed by unit vol. of solvent, at the given temp, and press., to be : 



30® 

20® 

15® 

10® 

5® 

i 0-07IN- . 

. 0*8533 

0*9610 

1*095 

1*267 

1*471 

0*144iV. . 

. 0*8764 

0*9870 

1*123 

1*297 

1*503 

S {0*293N- 

. 0*9063 

1*016 

M54 

1*326 

1*6.34 

0-513N. . 

, 0*9526 

1*066 

1*204 

1*379 

1*684 

VO*967N. . 

. 1*032 

1*149 

1*291 

1*470 

1*680 

Observations were 

also made 

by A. Findlay and co- 

■workers—W. 

H. Harby, 


O. R. Howell, G. King, and T. Williams. The deviations of the solubility of carbon 
dioxide in the hydrosol were attributed by R. Luther and B. Krsnjavi to the 
formation of complexes. 

H. B. Weiser and G. L. Mack 2 obtained organosols with methyl and propyl 
alcohols. J. Duclaux,'^ and R. J. Kepfer and J. H. Walton studied the catalytic 
action of the colloid on hydrogen dioxide ; and R. Stumper, the effect of the colloid 
on the rate of evaporation of w^ater. 
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§ 32. The Hydrated Ferric Oxides—Hydrogels 

A highly gelatinous precipitate of hydrated ferric OXide, the so-called feme 
hydroxide, is thrown down when an alkali is added to a soln. of a ferric salt which 
is not too dil. According to W. Hampe,i the precipitates obtained from soln. of 
ferric chloride at different temp, have the following compositions: 
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There is here no evidence of the formation of definite hydrates. After the precipi¬ 
tation of the hydrated oxide by adding aq. ammonia to a cold or Hot soln. of a ferric 
salt, it is washed by decantation with water, and kept in a desiccator over sulphuric 
acid or potassium hydroxide, and pressed between porous tubes or washed with 
alcohol and ether. This is the ordinary mode of preparation, and it was used by 
G. Almkvist, J. M. van Bemmelen, E. Brescius, K. Endel) and R. Rieke, 0. Hahn 
and M. Biltz, W. G. Mixter, J. H. Perry, T. W. Richards and G. P. Baxter, 0. Rufi, 
E. Selch, S. Veil, E. Wedekind and W. Albrecht, H. Wolfram, etc .—vide infra. 
L. T. Wright, and A. Simon and T. Schmidt emphasized the tenacity with which 
the chlorides are retained by the precipitated colloid. G. F. Hiittig and H. Garside 
washed the precipitate until the wash-water gave no turbidity with silver nitrate, 
and yet retained 0-12 per cent, of chlorine. J. Jeannel, and C. F. Cross also 
emphasized the adsorption, or rather the tenacity, with which the hydrogel retains 
saline and other impurities. R. Willstatter and co-workers prepared the colloid 
as follows: 


A soln. of 100 grms. of ammonium ferric sulphate in 200 c.c. of water at ordinary temp, 
is powdered into a soln. of 10*8 grins, of ammonia, 27-5 grms. of ammonium sulphate, and 
800 c.c. of water, with vigorous stirring. After being stirred for half an hour, the clear 
liquid is decanted, and the product is washed many times by decantation with ammoniaeal 
water. The gel is mixed with dry acetone, and centrifug^. The last traces of acetone 
are removed by decantation with ether, and the hydrogel is then exposed to a high vacuum. 


L. Schaffner said that if the precipitation is made with aq. ammonia, the pre¬ 
cipitate is free from contamination by the precipitant. If alkali-lye be used in 
place of aq. ammonia, R. Fricke, W. Ramsay, and H. Wolfram found that the 
precipitate is diflScult to wash. The alkali hydroxide may even decompose the 
nitroprussides (L. Playfair, J. M. van Bemmelen and E. A. Klobbie, 0. Pavel, and 
G. Stfideler), and the nitrosyl salts of Z. Roussin as shown by Z. Roussin, J. M. van 
Bemmelen and E. A. Klobbie, and J. 0. Rosenberg. J. J. Berzelius noted that 
entrained alkali is retained very tenaciously; and according to J. Huggett and 
G. Chaudron, a small proportion of sodium ferrite may be formed, otherwise the 
precipitate is considered to be insoluble in an excess of lye. J. Hausmann noted 
the layer formation of the colloid when a soln. of potassium hydroxide diffuses into 
gelatine containing some ferric chloride. W. Ramsay found that baryta-water. 



c.c.(hlOOSH-NdOH 

Fio. 634.—Electrometric 
Titration of an Acidic 
'Solution of Ferric Chlo¬ 
ride. 


V. Vincent, lime-water, H. Rose, and A. Mailhe, mercuric 
oxide, and D. Vitali, silver oxide, precipitate the hydrated 
oxide from soln. of ferric salts. 

L. J. Curtman and A. D. St. Johns found that the 
precipitation occurs in the presence of 0*062 mgrm. of 
iron in soln. H. E. Patten and G. H. Mains said that 
colloidal hydrated ferric oxide is precipitated from 
soln. containing 0*03 per cent. Fe, by ammonia or 
sodium hydroxide, when the H'-ion cone, is 
H. T. S. Britton found that with 100 c.c. of a soln. con¬ 
taining 0*0202A^-HCl and 0*0133J/-FeCl3, the electro¬ 
metric titration with 0*1005iV-NaOH furnished the re¬ 
sults indicated in Fig. 534. Freshly prepared soln. of 
ferric chloride, or soln. containing an excess of free acid 
are only slightly coloured, but the soln. on standing 
begins to redden, and finally the colour approaches that 
of hydrated ferric oxide. It was found that the end of 


the neutralization of the free acid is indicated by an 
inflexion, at 20*1 c.c. of sodium hydroxide. As the soln. was rendered more basic. 


the colour gradually changed from yellow to red. It became quite red after addition 
of 30 c.c. of sodium hydroxide, when the composition of the solute had become 
Fe(OH)o. 74 Cl 2 . 2 e> with 39 c.c. it began to opalesce. Afterwards the soln. 
became increasingly colloidal and became opaque at which, as will be seen from 
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the curve, occurred just when the sudden change in liydrion concentration had begun. 
Coagulation set in when the pu had become 6-0 and 58 c.c. of alkali had been added, 
the composition of the basic chloride then being Fe(OH) 2 . 85 Clo.i 5 - The colloidal 
soln. persisted until nearly all the chloride had reacted; attempts were made to 
prevent coagulation during the abrupt fall in H'-ion concentration. Aq. soln. 
of ferric chloride more dil. than 0-04A-, on boiling, acquired a deep red colour, 
and often remained colloidal on treatment with 0*10iV-alkali in slight excess. Small, 
red, amorphous precipitates separated in some cases, but even then the precipitation 
was incomplete and the solids did not settle until several hours had elapsed. The 
presence of a little hydrochloric acid in the soln. before heating had some stabilizing 
effect on the colloidal soln, which were subsequently produced. In one case the 
colloidal soln. remained stable for nearly 3 months. This soln. was prepared by 
adding 55 c.c. of 0*10iV-sodium hydroxide to 500 c.c. of a boiling soln. containing 
100 c.c. of 0*04iV-ferric chloride and 10 c.c. of O-lOiV-hydrochloric acid. It seems 
certain that the red colour of boiled ferric chloride soln. was due to dispersed ferric 
hydroxide particles, and consequently the increase in the size of the basic chloride 
})article8 caused by rendering the soln. alkaline was not so great as that occurring 
in an unboiled soln., and therefore did not produce coagulation. The increased 
stability of the colloidal soln. prepared from acidified ferric chloride Soln. was 
probably due to the effect of the acid in su})pressing the growth of the colloidal 
particles on boiling, thereby giving rise to a more highly dispersed and more stable 
colloidal soln. Prolonged boiling decomjjosed these alkaline colloidal soln., and 
they were readily coagulated on addition of electrolytes in sufficient amounts. In 
accord with the generally accepted theory of the structure of gels (6. 40, 21), 
H. JB. Weiser said that when alkalidye or aq. ammonia is added to the soln. of 
a ferric salt, there is a relatively large supersaturation before precipitation occurs, 
and this favours the formation of minute particles ; the orientation of these particles 
into a network of myceha entraining the mother-liquor, produces the hydrogel. 
The bulky mass, on standing, gradually loses water and becomes more compact 
and granular. 

C'olloidal ferric hydroxide, or hydrated ferric oxide, is a product of numerous 
reactions. It is formed when iron rusts in the presence of water and oxygen— 
vuk supra~as noted by M. Hall, N. J. B. G. Guibourt, D. Tommasi, A. Payen, 
A. Ackermann, W. R. Dunstan and co-workers, P. Fireman, and L. P. de St. Gilles ; 
by the action of an acidified soln. of hydrogen dioxide on iron, as observed by 

G. C. Weltzien, and G. T. Moody ; by the action of soln. of ammonium salts and air 
on iron, as found by W. Vaubel, and A. Frickhinger : and by the anodic oxidation 
of iron in soln. of potassium nitrate, potassium hydroxide, ammonium sulphate, etc., 
as observed by R. Lorenz, 0. Faust, and G. A. le Roy. Colloidal ferric hydroxide 
is formed during the oxidation of ferrous hydroxide by air or oxidizing agents 
(E. Deiss and G. Schikorr, A. Krause, and F. Haber), or anodically (H. Becquerel, 
0. Faust, and V. Paissakowdtsch). 

The oxidation of chalybeate winters, or water containing ferrous hydrocarbonate 
in soln., furnishes hydrated ferric oxide as ob.served by G. Bischof, F. Behrend, and 

H. Molisch. As shown by H. Klut, 0. Krdhnke, and A. Schmidt and K. Bunte, 
chalybeate w^aters also deposit iron in the form of hydrated ferric oxide, and, as 
indicated by D. Ellis, D. D. Jackson, E. M. Mumford, etc.— vide infra —the action 
is favoured by the so-called iron-bacteria. S. de Luca, and A. Krause studied 
the oxidation of ferrous carbonate by air in the presence of water. The hydrated 
ferric oxide is formed when many ferrous salt soln. are oxidized by hydrogen 
dioxide (G. C. Weltzien), sodium dioxide (G. Kassner, and T. Poleck), barium dioxide 
(W. Kwasnik), potassium hypochlorite (F. Muck), potassium chlorate (R. Phillips, 
and R. H. Parker), or auric chloride (E. Beutel). F. Behrend, and H. Molisch 
observed that soln. of ferrous sulphate, acidified with citric acid, give a precipitate 
of hydrated ferric oxide when exposed to light; 0. Baudisch and L. W. Bass, 
H. W. Fischer, J. Matuschek, and C. F. Schonbein obtained a similar result by 
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exposing a soln. of potassium ferrous cyanide to light; and W. A. Macfadyen 
observed that the hydrated oxide is formed during the electrolysis of a soln. of 
ammonium ferrous sulphate. 

The hydrogel of ferric oxide is formed during the hydrolysis of some ferric salt 
soln.— e.g. G. Keppeler and J. d’Ans observed that it is deposited during the 
hydrolysis of basic ferric sulphate—and in the decomposition of aq. soln. of ferrites, 
perferritcs, and ferrates (g.v.). 0. Hauser observed that the hydrated oxide is 

deposited during the evaporation of a soln. of ammonium ferric carbonate; 

G. Kassner, and G. Grube, during the hydrolysis of a soln. of potassium ferricyanide, 
and, according to C. F. Sclionbein, and J. Matuschek, the reaction is favoured by 
exposure to light; J. H. Paterson, by the electrolysis of soln. of ferric salts with 
platinum electrodes, a low cone., and a small current density. L. Mond and 
co-workers, and M. Berthelot found that the hydrolysis of iron pentacarbonyl 
furnishes the hydrated oxide. S. Kern found that an aq. soln. of ferric chloride in 
contact witli magnesium yields hydrated ferric oxide; H. W. Fischer obtained a 
similar result with zinc; and G. McP. Smith, by the action of mercury in the 
presence of alkali hydroxide. If an alkaline soln. of potassium ferricyanide be 
heated with an excess of ferrous sulphate, H. Bollenbach and E. Luchmann found 
that hydrated ferric oxide is precipitated. 

The hydrogel may be also produced by the coagulation of the hydrosol under 
suitable conditions. The formation of the hydrogel from the hydrosol was observed 
by L. P. de St. Gilles, N. R. Dhar and D. N. Chakravarti, R. Griessbach and J. Eisele, 
S. Veil, J. Bohm and H. Niclassen, A. Simon and T. Schmidt, E. Wedekind and 
W. Albrecht, K. Charitschkoff, etc.— vide supra. Slow, uniform precipitation of 
the hydrosols throughout their entire mass produces the so-called ferric oxide 
jellies, whilst rapid, uneven precipitation results in contraction and the formation 
of a gelatinous precipitate. E. Grimaux’s sol, obtained by the addition of water to 
an alcoholic soln. of ferric ethylate— vide supra —forms a jelly more readily than 
Graham’s sol because, being produced by rapid hydrolysis in the cold, it contains 
finer, and more hydrated particles; and for a similar reason, Graham's sol is 
more readily coagulated to a jelly than is the case with St. Gilles’ sol. R. Brad- 
field used the centrifuge for isolating the hydrogel. E. Schalek and A. Szegvary, 
and H. Freundlich and A. Rosenthal obtained the coaguliim from Graham’s sol as 
a jelly by adding electrolytes in amounts below the precipitation values to colloidal 
soln. containing 6 to 10 per cent, of ferric oxide, and allowed the sols to stand quietly. 
The mixture set to a clear jelly. The jelly formed a sol on shaking up and this 
solidified slowly to a hydrogel. The logarithm of the time required for solidification 
after the shaking of the jelly, was found to be inversely proportional to the temp, 
and to the cone, of the coagulating electrolyte— vide supra, thixotropy. No change 
in the average distance of the particles and no formation of secondary particles 
could be detected by the ultramicroscope during the liquefaction. The subject 
was studied by H. Freundlich and W. Rawitzer, and H. Freundlich and K. Sollner. 

H. B. Weiser attributed the reversible sol-gel transformation to a breaking up and 
subsequent re-alignment of the orienting forces amongst the particles. 

E. Grimaux’s sol coagulates spontaneously to form a transparent jelly when it 
is allowed to stand without agitation, at K)om temp., or more rapidly when heated ; 
or when it is treated with electrolytes—carbonic, sulphuric, or tartaric acid ; nitrate, 
chloride, or bromide of potassium ; the chloride of sodium, barium, etc. E. Grimaux 
also prepared a jelly by the dialysis of a negative sol prepared by the peptization of 
hydrated ferric oxide with alkali-lye and glycerol; if ammonia is used in place of 
alkali-lye, and the sol be exposed to air, the slow loss of the peptizing agent, ammonia, 
by evaporation, forms a jelly. H. W. Fischer also produced a firm jelly by the 
prolonged dialysis of a hydrosol containing 1 per cent, of iron. This preparation 
formed a gelatinous mass when it was warmed stirred, or frozen. H. B. Weiser 
also mentioned the formation of a jelly by the slow evaporation of a cone. 
Graham’s sol of a high degree of purity. S. Prakash and N. R. Dhar studied 
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the formation of the gel. 1). H. (Thosh obtained ferric hydroxide as a rhythmic 
precipitate. 

A. W. Bull and J. R. Adams’ observations on the adsorption of alkali by hydrated 
ferric oxide are indicated in connection with sodium ferrite. W. N. SimakofE studied 
the reciprocal action of sols of ferric hydroxide, aluminium hydroxide, manganese 
dioxide, and silicic acid. The sparing solubility or insolubility of many hydrated 
oxides is, according to J. Jeannel, connected with the presence of traces of sulphate, 
but J. Attfield did not agree with this. According to F. Muck, the hydrated oxide 
forms a voluminous, gelatinous precipitate which shrinks considerably on drying to 
form a yellowish-brown, brittle mass. This product loses water when gently 
heated, and, as the temp, is raised, it becomes calorescent— vide supra —without 
further loss in weight, to form a black, lustrous mass, hard enough to scratch glass. 
On the other hand, the hydrated ferric oxide, prepared by the oxidation of hydrated 
ferrous oxide, is pulverulent—yjarticularly if prepared from hot soln.; it does not 
shrink much on drying, and then forms a friable mass. This product does not 
exhibit calorescence when lieated, and it forms a reddish-brown, friable mass without 
lustre. This recalls the previous discussion on the St. Gilles’ sol, and Graham’s sol, 
and the supj)osed allotropic forms of the hydrated oxide. According to 
L. T. Wright, recently precipitated, gelatinous b^rric hydroxide, when suspended in 
water and saturated with hydrogen sulphide, is completely soluble in a soln. of 
])otassium cyanide forming potassium ferrucyanide and sulphide : FeS+6KCy 
--K28 f K4FeCye; but if the ferric hydroxide be kept some time, a certain pro¬ 
portion is converted into an inactive form, not affected by hydrogen sulphide. 

According to I). Tommasi, there are two series of hydrated oxides, yellow, and 
red or brown, which are isomeric or allotropic forms of one another. The members 
of the red series are produced by precipitating a soln. of a ferric salt with an alkali; 
the product is voluminous, soluble in dil. acids, and, according to A. E. Davies, is 
dehydrated by boiling water. The members of the yellow series are obtained by 
the oxidation of hydrated ferrous oxide or carbonate—say, by potas.sium chlorate, 
y)Otassium hypochlorite, or if iron be slowly oxidized under water. R. Phillips 
found that if the chlorate be added to the ferrous sulphate and sodium carbonate 
in small portions at a time, black ferrosic oxide is formed, and is not oxidized to 
red ferric oxide by subsequent addition of the chlorate. The yellow hydrates are 
denser than the red, they arc sparingly soluble in cone, acids, require a higher temp, 
for dehydration, and retain a mol. of water even when boiled for a long time under 
water. D. Tommasi thus summarizes the properties of the two series of hydrated 
ferric oxides : 

Red oh o-Series. Yellow or j3-SERiEs. 

1. Obtained by precipitating a ferric salt 1. Obtained by oxidizing liydrated ferrous 

with alkali-lye. or ferrosic oxide, or ferrous carbonate. 

2. The dihydrate begins to deliydrato at 2. The dihydrate begins to dehydrate at 

60°. 105°. 

3. The monohydrate is dehydrated at 02°. 3. The inonohydrate is dcliydratod at 150°. 

4. The anhydride is brown. 4. The anliydrido is red or yellow isli-red. 

5. The sp. gr. of the anhydride is 5*11. 5. The sp. gr. of the anliMlrid** js 3*95. 

(i. The hydrates are soluble in dil. acids, and (i. Tin* liydrates are sparingly soluble in 

in soln. of ferric chloride. cone, acids, and in soln. of ferric 

chloride. 

7. The hydrates are dehydratt'd in boiling 7. The hydrates arf' dehydrated in lioiling 
whaler. water. 

A. Krause said that the yellow oxide, which he called ineta-fejric oxide or fi-ferric 
oxide, is the more stable form, because the brown oxide, which he called ortho-ferric 
oxide or a-ferric oxide, passes into it when kept under water. Contrasting the two 
oxides, he said that when dried in air, the ortho-oxide breaks up, forming black 
pieces which furnish a brown powder, which contains some carbon dioxide, and 
when dried, 70*0 per cent, of Fe203. The meta-oxide when dried forms a vitreous 
mass which does not break up, and furnishes a yellow powder with a reddish tinge. 
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It contains no carbon dioxide, and the dried mass has 82-5 per cent. Fe 203 . Both 
forms are soluble in cone, hydrochloric acid. The ortho-oxide dissolves almost 
completely in cone, acetic acid forming a brick-red soln. which yields crystals of the 
acetate ; the meta-oxidc is almost insoluble in cone, acetic acid, and the soln. does 
not form crystals of the acetate. The ortho-oxide is peptized by dil. acetic acid, 
and the hydrosol is yellow, orange, or dark red, according to the proportion .of 
contained ferric oxide; the meta-oxide forms an orange hydrosol, and when very dil., 
it is greenish-yellow. The ortho-oxide is not peptized by 10 per cent. aq. ammonia, 
while the meta-oxide is peptized to a greenish-yellow hydrosol. Boiling 76*4 per 
cent, soda-lye docs not dissolve the ortho-oxide completely, but the meta-oxide 
readily forms a colourless soln. Ammonium sulphate coagulates the hydrosol of 
the meta-oxide more readily than the ortho-oxide. J. M. van Bemmelen showed 
that the ratio of oxide to water in the reddish-brown series depends entirely on the 
method of treatment, and that all the definite hydrates which have been reported 
are nut zufdllig being dependent on the accidental conditions used in drying. 

D. Tommasi represented the reddish-brown hydrate by the formula : 

Fe-0^ 

and the yellow hydrate 0=Fe-0-Fe=0 each with one, two, or three mols. of 
HoO ; but, added J. M. van Bemmelen, alle^ dies isi nichts als reine phantasie. The 
differences between the yellow and red hydrated oxides are determined solely by 
differences in physical structure. H. B. Weiser added that the later work of 

E. Posnjakand H. E. Merwin— vide infra— shown that the greater tenacity of 
the water in the yellow hydrates may be due to the formation of a definite hydrate. 
P. Nicolardot considered that he had established the existence of six modifications 
of hydrated ferric oxide. He said that the majority of the crystalline ferric salts 
are white, and he therefore concluded that the normal hydrated oxide should 
also be white. He found that the white hydrated oxide is formed when a freshly 
prepared, cone. soln. of a ferric salt is added to a cooled soln. of ammonia, but it 
rapidly becomes coloured. He said that the six different forms of the hydrated 
oxide differ in their physical and chemical properties, and in their water-content. 
Toutes sont des polynieres de I hydrate ferriquCy but their degrees of polymerization 
are different. G. N. Wyrouboff and A. Verneuil suggested that the ferric oxide 
obtained at the higher temp., and which is very little affected by acids, and forms a 
red hydrate on salt dialysis, is a hydrate of a polymerized oxide, (Fe 203 ) 44 , which 
he calls para-oxide. The product obtained by L. P. de St. Gilles was (Fe 203 ) 44 . 4 HCl. 
The product obtained by the dialysis of cold soln. of ferric hydroxide in a neutral 
ferric salt contains two polymers both of which can unite with acids to form clear, 
reddish-brown soln. The one oxide, (Fe 203 ) 44 , called mla-oxidcy is polymerized 
during dialysis to form a hydrate or salt of {Fe 203 ) 5 g. T. Graham’s product was 
represented as (Fe 203 ) 5 (|. 4 HCl. This subject has been previously discussed; 
J. M. van Bemmelen would also have called all this pure phantasy; while 
H. W. Fischer said that the hypothesis is experimentell unzureichend gestuiz und 
verfehlt. 

The ferric ferrite obtained by the interaction of liydrated ortho- and meta- 
ferric oxide was found by A. Krause to be readily peptized by dil. acids after it 
had been ignited. The resulting sol contains positively charged particles, and its 
hydrophobic nature is evident from the readiness with which it deposits a ferric 
oxide mirror on the walls of the containing vessel. Ortho-ferric hydroxide is partly 
converted into ferric ferrite by ageing under water, or soda-lye yields the same sol 
after it has been ignited. Neither ortho- nor meta-ferric hydroxide is peptized by 
acids after ignition, but the meta-oxide, unlike the ortho-oxide and ferric ferrite, 
is peptized by dil. aq. ammonia after it has been ignited. The hydrosol of meta- 
ferric acetate has only a slight tendency to produce a mirror, and ortho-ferric 
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acetate has none, and it even exerts a stabilizing influence on the meta-ferric oxide, 
and ferric ferrite sols. Hence, A. Krause concluded that there are three series of 
ferric oxides and hydroxides. 

Attempts have been made to find how the water is associated with the hydrated 
ferric oxides, and to establish the chemical individuality of y)articular hydrates. 
So long as the earlier workers relied upon analysis alone, there Vvas no limit to the 
number of possible hydrates, for, as J. M. van Bemmehui has })ointed out, the 
results depended more or less on the actual choice of the method of drying. In 
only one case does the hydrate exist in a crystalline form, ^iz., FeoO^JIoO ; in all 
other cases, the products are amorphous, and have the character of hydrogels. 
The hydrates are usually hygroscopic substances so that the proportions of water 
they contain at any moment fluctuates with the temp, and humidity of the atmo¬ 
sphere. Nature also furnishes a series of eight minerals wliich have the character 
of hydrat(‘d ferric oxide, and of these only two occur in the crystalline state —vide 
supra, the hydrosols. Precipitated ferric, and several othtu’ hydroxides may be 
regarded as soln. of water in ferric oxide, etc., or in one of tluar lower hydroxides. 
J. M. van Bemmelen called them adsorption coinpounds, and considered that the 
moist precipitates contain (i) water mechanically mixed with the precipitate, and 
(ii) absor])ed water. The amount of absorbed water is dependent on the structure 
of the gelatinous mass which in turn is dependent on (i) the method of formation, 
(2) the time, (3) temp., and (4) the presence of foreign substances. If the adsorbed 
water be dissolved in the oxide or lower hydroxide, when the water is gradually 
withdrawn from the system, the vap. jircss. of tlie mixture will remain constant so 
long as free water is present mechanically mixed with the precipitate, and commence 
to decrease when the free water has cli8ai)pearcd. The composition of the residue 
at this stage will represent the composition of the sat. soln. of water in the oxide 
under consideration. Hence, at a constant temp., hydrated fi^rric oxide, prepared 
in different ways, should show the same composition at the point where the vap. 
press, begins to change, provided the system is m eipiilibrium. H. W. Foote found 
this to be the case with ferric, aluminium, and zirconium hydroxides. The com¬ 
position changes with temp., as would be expected if these hydroxides are but soln. 
of water in the fundamental oxide or in some lower hydrate. At 25’, with hydrated 
ferric oxide the critical point occurs when the hydrat(‘ contains 17*75 per cent, of 
ferric oxide ; with hydrated aluminium oxide, 50*35 per cent, of alumina ; and 
with hydrated zirconium oxide, 32*12 per cent, of zirconia. The ditliculties in 
accepting this hyjiothesis depend on the facts : (1) If the dissolved water be removed 
by evaporation, it can never be completely, restored ; (2) when a moist hydrate is 
ailowed to dry spontaneously there is no sign of an abrupt change in the rate of 
evaporation. 

W. Kamsay, and G. Tschermak tried to find if the (‘xistenec of definite hydrates 
could be established by measuring the rate of the drying of the hydrogel at a given 
temp. J. M. van Bemmelen’s hydration and d(‘- 
liydration curves are illustrated in Fig. 535. 

In drying, the loss of wat(*r is continuous with 
the decrease in the vap. press, of the water. The 
general result resembles that obtained with .silicic 
acid. At O, the drying gel becomes white and 
opalescent; the re-hydration of the gel does not 
follow the same track. B. Zsigmondy and (o- 
workers, W. Bachmann, and J. B. Andersen also 
measured the vap. press, of the hydrated oxuh* 
during drying. T. Carnelley and .1. Walker, and 
A. L. Baikoff studied the dehydration of the 
hydrogel at different temp. At 55”, the composition of the hydrated oxide approxi¬ 
mates FeoOjj.SHoO; and as the temp, rises, more water is evolved until, at 385”, 
the product has the composition 10 Fe 2 O 3 .n 2 O, and the weight remains constant 
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during several hours’ heating between 385® and 415°. At 500°, the dehydration is 
complete. Observations on the subject have been made by C. F. Cross A. E. Davies, 
L. P. de St. Gilles, A. Krieger, L. G. Leroy, F. Limberger, F. Muck, W. Ramsay, 
G. Rousseau and co-workers, Z. Roussin, L. Schaffner, H. Schiff, W. Spring, 
D. Tommasi and G. Pellizzari, G. C. Wittstein, D. Balarew and S. Krastew, 
L. T. Wright, P. A. Thiessen and R. Kdppen, and G. F. Hlittig and A. Zorner— 
vide infra. According to the vap. press, curves of J. M. van Bemmelcn and 
co-workers, E. Brescius, T. Carnelley and J. Walker, H. W. Foote and co-workers, 
W. B. Hardy, W. Ramsay, E. Y. Rode, A. Simon and T. Schmidt, and G. Tschermak, 
ferric oxide hydrogel does not form a chemical compound. R. Willstatter and 
co-workers do not consider the results decisive, and the conclusion is not proven. 
A. V. Rakovsky studied the subject. R. E. Wilson and T. Fuwa investigated the 
absorbent power of the gel for moisture in air. For the action of heat on the 
dehydrated gel, vide supra ^ ferric oxide. 

E. Wedekind and W. Albrecht foimd that the magnetic susceptibility of ferric 
oxide is 4 or 5 times loss than that of the hydrated oxide, and they consequently 
inferred that a compound is formed. R. Willstatter and co-workers treated the 
gel successively with dry acetone and ether, followed by the preservation of the 
sample in a high vacuum for some time. This is said to remove all the adherent 
water. The product treated at 10° to 20° has rather less water than is needed for 
Fe(OH) 3 , and the amount decreases slowly when it is kept for a protracted period 
in contact with water. A preparation dried with acetone at —15° had the approxi¬ 
mate composition Fe(0H)3.H20. A. Simon, and R. Zsigmondy doubted if these 
products are chemical individuals. 

In H, W. Foote and B. Saxton's study of the changes in vol. which occur on 
freezing the hydrogel, owing to the water expanding when it forms ice, if this 
amount of water be subtracted from the total loss on ignition, the difference is taken 
to represent the water chemically combined which cannot be frozen. This corre¬ 
sponded with Fe203.4-25H20. The water which freezes gradually with a fall of 
temp, is held in the capillaries —capillarjj water. It was assumed that the loosely 

attached wat(*r freezes at 
about f)"'; and that the ca¬ 
pillary water freezes at 30 
The debatable assumption 
made is that the failure of 
water to freeze at a given 
temj). determines whether 
th(‘ water is dissohed or ad¬ 
sorbed. No evidence of the 
formation of simple ratios 
between ferric oxide and 
water was observed during 
the dehydration of the hy¬ 
drogels, so that the term 
chemically combined water 
W'as imdcrstood to refer to 
water held in solid soln., in 
definite proportions, and not 
adsorbed water. K. Hako- 
zaki discussed the swelling 
of the hydrogel; P. Barry, 
and R. E. Liesegang, the structure of the slowly dried gel; and A. and E. Lotter- 
moser, the ageing of the gel. 

A. Simon and T. Schmidt prepared hydrated ferric oxide : I, by precipitation 
from a soln. of ferric nitrate at 40° by ammonia ; II, by precipitation from a cold 
soln of ferric chloride by ammonia ; and III, by the dialysis of a soln. of ferric 
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nitrate until the hydrogel precipitated and the residue was free from nitrate. 
Sample I was relatively coarse ; IT. relatively fine ; 111, was of intermediate 
fineness. The dehydration curves, Fig. 536, are all continuous, and show no 
indications whatever of hydrates containing 1,2, 3, or more mols. of water. X-radio- 
grams showed that 1 was amorphous when dried in air, but showed amicroscopic 
crystals of ferric oxide if heated high enough to drive off all the water ; while the 
air-dried oxide III, obtained by slow hydrolysis, showed a weak interference pattern 
different from that of J. Rohm for anhydrous ferric oxide. This is taken to mean 
that certain gelatinous substances may contain water in solid soln. between the 
oriented mols. of the space-lattice, just as E. Posnjak and H. E. Merwin found that 
water mols. may assume a fixed position in the ferric oxide lattice to form the 
monohydrate Fe^Oj^-HoO. 

J, Bohm showed that the hydrogel, freshly precipitated in the cold, shows no 
crystalline structure when examined by the X-radiogram process ; nor does the 
hydrogel precipitated from the boiling soln. give any evidence of tlie formation of a 
definite hydroxide, but a basic ferric chloride is associated with the precipitate. 
The main conclusion here indicated agrees with the work of (J. F. Hut tig and 
H. Garside, A. Simon and T. Schmidt, and F. llalxu*. The subject was also dis¬ 
cussed by E. Heymann, Vj. Wedekind and W. Albrecht, and 1). Jhilarew and 
S. Krastew. P. A. Thiessen and R. Kdpjien said that the dehydration curve of the 
hydrated oxid(‘ obtained by (^xfiosing a soln. of fi^rric ethylate, in absolute alcohol, 
to water \apour, agrees with the assumption that there are eight hydrates 
2 Fe 203 .^HIo 0 , with w- 8, 7, 6, 5, t, 3, 2, and 1, as well as the more doubtful cases 
of “9 and 10. W. V. Hansen and h. T. Brovvnmiller joiind that no crystalline 
structure appears when the hydrogel is heated an hour at 2(X) , but if heat(*d an 
hour at 30(P, the structure of haunatite a])pears ; aged hydrogels, natural or artificial, 
were found by J. Ilbhin and co-workers to show the structure of hiX'matite with some 
distortion which hh Wedekind and W. Albrecht, and A. vSimon and T. Schmidt 
attribute to tin* introduction of a number of H.^O-molecules in the sjiaces in the 
lattice. J. A Hedvall also found that the dried hydrated hydroxide has a crystalline 
structure. 

According to M. Ihltz, the hydrogel has a sponge-like structure in which there 
are two kinds of ca[)illary canals -primary and secondary. Tlu* adsorption of 
water by tlic dried gel is due to the fillings of the jirimarv ean.ds followed by the 
filling of the secondary canals when the vaj). press, of the water has attained a high 
value, so that, according to F. Haber, the gel is built up of aggregates of molecules 
separated from one another by layers of water, A Simon and T. Schmidt said that 
the amount of water associated with the hvdiogel dejiends on the grain-size or degree 
of dispersion of the molecular aggregates; a ])reparation with fimdy disjiersed 
aggreg^ites liad Fe 203 : H.^O I : 36-29 ; om* with medium disjiersion, 1 : 30-36 ; 
and with a coarser dis[)ersion, 1 : IT-58. The force* when the water is retained by 
the hydrogel is greater the greater is the degree of disjiersioii. The structure of the 
hydrogel was also discussed by (J. Malfitano and M. Sigaud, and I^. P. von Weimarn ; 
W. Kraust found that the X-radiograrns of the fresh precipitate showed that the 
product is amorphous, but on standing, it gradually becomes crystalline. 

T. Katsurai observed that when the hydrogel is heated with a slight excess of 
alkali in an autoclave at 5 to 10 atm. press., a red jiuwder is produced. According 
to 0 . Ruff, when red colloidal ferric oxide is heated with water und(*r the enormous 
press, of 50(X) atm., it becomes hydrated. Thus, between about 30 ' and 42-5'", it 
yields a yellow hydrate 2 Fe 2 O 3 . 3 H. 2 O, corresponding with natural brown ironstone 
or limonite; and between 42-5° and 62*5'" it yields the yellowish-brown hydrate 
Fe 203 .H 20 , corresponding with the mineral goetbite ; and at a higher temp, it 
furnishes a hemihydrate 2 Fe 203 .H 20 , equiv^alent in composition to turgite. 
H. Wolbling said that only the hydrated hiematites can be hydrated under ordinary 
conditions of temp, and press. ; and added that O. Ruff’s products were in all 
probability mixtures of anhydride and a hydrate. The mol. vols. of Inown iron- 
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stone, goethite, and turgite are said to be smaller than the mol. vols. of the com¬ 
ponents, because increasing the press, favours the formation of that compound 
which is formed with a decrease in vol. The red hydrogel at ordinary temp, 
gradually passes into a stabler, less hydrated, and denser state, without producing 
a definite hydrate. It is, therefore, assumed that the hydrogel very slowly loses 
water and passes into the anhydrous oxide. The dehydration process, however, at 
ordinary temp, is never complete because another simultaneous reaction occurs so 
that the hemitrihydrate is formed, and this hydrate, the brown ironstone or limonite 
of tlie mineralogist, is the most stable of the hydrates of ferric oxide. 0. Ruff 
represented the successive stages: Colloid->anhydride->hemihydrate->mono- 
hydrate~>lieinitrihydrate. He found that the yellow colloid did not change in 
the temp, interval i(f to 70"^, like the red hydrogel, and he accordingly inferred that 
tlie yellow colloid is not really a colloid but a true hydrate, possibly of the character 
of xanthosiderite ; but 0. RuiT himself added that limonite at 70'^ or 75°, and 
turgite at 40° to 50°, did not behave as they would do if 0. Ruff's hypothesis were 
correct, and form respectively turgite and limonite. H. W. Fischer favoured the 
hypothesis that many of the colloiaal or amorphous ferric oxides are definite com¬ 
pounds. He said that there are three definite hydrates: the yellow hydrates— 
artificial and natural— of the limonite type; the reddish-black colloid of the 
hamiatite type; and the reddish-brown colloids studied by J. M. van Bemmelen. 
He based his ojiinion regarding limonite on its having a characteristic dehydration 
curve This might fit the o[)inion that the yellow colloids contain a definite hydrate 
of the goethite type, and V. Hintze regarded limonite as colloidal goethite. 
H. \V. Fischer's remarks on the other colloids are to be regarded more as 
opinions, since they were not based on experimental work— cf, ferrous oxide. 
J. R. I. Hepburn found that the colloid after a prolonged freezing has some 
properties usually regarded as characteristic of the crystalline state. G. Graue, 
and 0 Hahn and G. Graue discussed the surface area of the gel. 

W. S]>ring found tin* specific gravity of the hydrogel precipitated by ammonia, 
and dried in air, to lie 2-436 at 15” ; G. Berndt gave 1*264 for the impure hydrogel 
obtained by the slow oxidation of ferrous carbonate in air; A. E. Davies found 
4*545 for the h[). gr. of an aged hydrogel, boiled for a long time with water, and con¬ 
taining about 5 ])er cent, of water ; whilst B. Aarnio gave 3*6 for a sp(‘cimen which 
had been heated to 200”, and which contained 1*5 ])er cent, of WMter. ¥. Muck 
emphasized how the freshly-precipitated, voluminous hydrogen shrinks enormously 
as it dries to a biittle, hard mass ; and R. Willstatter and co-workers said that 
the drying of the hydrogel is attended hy a marked coagulation of the molecular 
aggregates. The subject was discussed by E. Breseius, and W. Ilampe. B. Aaniio 
said that the hydrogel precipitated by ammonia, and dried at room temp., 
retains tlie follow ing proportions of water on dehydration at: 

100® 200® .100° 700° 

Ketainrd water . . .10 1-0 0 0 per cent. 

The subject was discussed ))y T. Carnelley and J. Walker, W. Ramsay, A. Simon 
and T. Schmidt, R. Wallach, and R. Willstatter and co-workers- -vide mfra, the 
special hydrated oxid(*s. T. W. Richards and (i. P. Baxter emphasized the difficulty 
involved in driving off the last traces of moisture from the hydrogel, due in part, 
said N. A. Tanana('ff, to the formation of hard crusts on the surfaces of the grains. 
H. Froundlich noted the liquefaction of the gel by ultrasonic waves. For 
the calorescence whiui lieated, vide suproy ferric oxide. The ageing, and possible 
crystallization of the hydrated oxide when subjected to freezing, was discussed by 
d. M. van Bemmelen and E A. Klobbie, H. W. Foote and B. Saxton, and F. Lim- 
berger and G. G. Wittstein. According to J. R. I. Hepburn, practically no 
dehydration of hydrated ferric oxide occurs during freezing; the absence of 
mother-liquor during freezing does not affect the dehydration curve or the 
composition after desiccation. In general, the products of freezing are colloidal. 
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but they may present some physical characteristics of the crystalline state ; thus, 
optical activity may be detected, but it is rather the result of strains set up by 
pressuie than the effect of a crystalline structure. J. Thomsen obtained for the 
heat of formation (2Fe,30,wH20):==19M3 Cals., and M. Berthelot, 191*2 Cals. 
The subject was discussed by F. Haber. J. Thomsen gave for the heat of 
dissolution of Fe 203 .wH 20 in sulphuric acid, 33*75 Cals. ; in chloric acid, 32*34 
Cals.; and in hydrochloric acid, 33*45 Cals.; M. Berthelot gave for dil. hydro¬ 
chloric acid, 34*2 Cals.; and in hydrofluoric acid, 0. Mulert gave 47*55 Cals. ; 
and E. Petersen, 47*72 Cals. 

For F. Doerinckel’s observations on the specific heat of the hydrogel, vide 
supra, the hydrosol. For the electrical properties, vide supra, the hydrosol. 
Borne observations on the magnetic properties of the hydrogel of ferric oxide were 
made by J. Pliicker, vS. H. Eraniens, S. de Luca, J. L. Smith, and G. Wiedemann ; 
and numerous observations have been made on the mass magnetic susceptibility of 
the hydrogel prepared in different ways. Thus, E. Wedekind and W. Albrecht 
found for a sample precipitated by ammonia from ammonium ferric sulphate, and 
dried by acetone, ;^=100x 10“^ ; it contained 23*5 per cent. ILG. A sample 
similarly treated and obtained from ferric sulphate, contained 22*3 per cent. H 2 O, 
and had p^~-224 x 10~®. When similar samples were dried below 100'^ to 14*4 per 
cent. HgO, E. F. Herroun and E. Wilson observed that ;^--102 X 10" ® to 115 X 10“<^, 
and if dried to 10*1 per cent. H 2 O, ;^=127 X 10“® to 147 X10 A sam])le obtained 
by ultra-filtration of a dialyzed soln. of ferric chloride, and dried by acetone, gave 
X and it contained 22*3 per cent. H 2 O ; and a sample obtained by the 
action of hydrogen dioxide on iron pentacarbonyl, when dried in air, gave 
^=r=:46 X10“®, and it contained 31*6 per cent. H 2 O ; whilst a sample dried by acetone 
gave ;)(—65 X10“ ®, and it contained 22*4 per cent. H 2 O. S. Berkman and H. Zocher 
found that a sample obtained by dialyzing a soln. of ferric chloride gave 39 X 10“®. 

A. Quartaroli observed that a sample precipitated by ammonia from a cold soln. of 
ferric chloride gave 58*16x10“® ; 24 hrs. after liltration, 79*9x10 ® ; and 
when dried between filter-paper, I18*4x 10~®. R. Willstatter and co-workers 
observed that the susceptibility increased during the progressive dehydration of 
the hydrogel. Thus, with a precipitated and dri(‘d hydrogel: 

H 2 O . . 22-1 24-3 24-7 20*1 30 0 32-8 4o r) 42-8 ])or cent. 

XXlO" . 155 117 105 103 88 80 73 71 

and wdth a hydrogel prepared by hydrolysis wdth water in a sealed tube, and dried 
by acetone : 

H 2 O . . 24-7 22-4 19-0 12-8 10 1 9-2 0-9 5-9 per cent. 

XXl0« . 105 150 208 280 155 114 0-9 5-9 

E. Wedekind and W. Albrecht, and G. Wiedemann observed that the ageing of 
the hydrogel at ordinary temp, is attended by a rise in the susceptibility ; and 

B. Veil studied the change which occurs in the susceptibility when the gels are 
heated with water. W. Albrecht observed that as the ])roportion of contained 
water is reduced, the susceptibility rises to a maximum at ;(;~420x 10 ®, and a 
minimum at 280x10~®. R. Wallach found that when dehydrated at different 
temp., there is a maximum at 200”, and a minimum at 650” ; these temp, alter a 
little with different preparations. Treatment of the gels wdth hydrogen dioxide 
was found by S. Veil to depress the susceptibility ; and S. Hilporr found that treat¬ 
ment with persulphate makes the gel strongly magnetic. 0. Hauser found that the 
hydrate Fe(j 07 . 5 H 20 furnishes strongly magnetic hydrated ferric oxide—not so, 
added H. Chandra, if Fe607.5H20 be treated with soda-lye and hydrogen dioxide. 
G. Berndt observed that hydrated ferric oxide, obtained by the oxidation and 
hydration of ferrous carbonate, has a vol. susceptibility which is dependent on the 
field-strength, and it also exhibits magnetic hysteresis. S. Veil also studied the 
magnetic properties of the hydrated oxide. 
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In general, as C. Whiteliead showed, several of the acid-forming elements— 
t)hos})horus, arsenic, antimony, tin, selenium, and tellurium—are precipitated as 
insoluble compounds when an excess of ferric salt is added to ammoniacal soln. 
The adsorption of phosphoric acid by hydrated ferric oxide was examined by 
It. Angelesen and G. Balanesen ; and R. Bunsen and A. A. Berthold studied the 
adsor])tion of arsenious acid by freshly ])recipitated, liydrated ferric oxide so that 
this reagent can be used as an antidote for arsenical poisoning—a subject discussed 
by J). Maclagan, R. H. Brett, ,1. M. Clavera, K. C. Sen, A. Boutaric and G. Perreau, 
J. H. Orton, T. and 11. Smith, J. Zeller, and N. J. B. G. (hiibourt. While 
A. Keychler, T. Oryng, etc., hold that complex, sparingly soluble arsenites are 
formed, \\ . Biltz showed that the effect is really an adsorption process, for the 
]>roportion of arsenic taken up by the hydrated oxide varies continuously with the 
cone, of the arsenious acid soln. The isothermal curve varies continuous!}^ without 
a break. G. Lockemann and M. Paucke found that the most complete adsorption 
occurs when tin' hydrogel is precipitated with a stoichiometrical proportion of 
ammonia, an excess of ammonia or precipitation with alkali-lye decreases the 
adsorpti\'e power. R. Bradfield showed that such a proportion of ammonia gives the 
most finely divided and most readily peptized particles of hydrate. G. Lockemann 
and F. Lucius found that the equivalent amount of hydrogel, E mgrms., required 

to adsorb A mgrms. of arsenic is 
given by E—kApj where K and p 
are constants which vary with the 
teni]). M. C. Boswell and J. V. 
Dickson, and W. Mecklenburg found 
that the equation is only approxi¬ 
mate. For H. W. Fischer, and 
H. W. P'ischer and E. Kiiznitsky 
on the use of colloidal ferric oxide for 
intravenous injections in arsenical 
poisoning, vide supra. M. G. Bos¬ 
well and J. V. Dickson showed that 
the adsorption of arsenious acid is 
increased if sodium hydroxide be 
present, and that the adsorption of 
sodium hydroxide is increased if 
arsenious acid be present. The 
adsorption of arsenious acid by hydrated ferric oxide was studied by K. C. Sen, 
A. lleychler, L, Herboth, and J. M. Clavera— vide arsenic trioxide. J. H. Yoe 
found that the rate of adsorption of arsenious acid by hydrated ferric oxide is very 
rapid, for 75 ])er cent, or more is adsorbed in the first few minutes, although the final 
state of equilibrium is not attained until after 12 hrs. The adsorption power is 
lessened, as shown in Fig. 537, the higher the temp, of formation of the hydrogel. 
Those formed at 0*^ and at 25° follow the simple adsorption equation : xlm~kC ^^*— 
vide 6 . 39, 9. 

E. Angelesen and G. Balanesen investigated the adsorption of phosphoric acid. 

H. N. McCoy and C. H. Viol, and J. A. Cranston and co-workers studied the adsorp¬ 
tion of the B- and C-members of the radium and thorium scries by hydrated ferric 
oxide. The at. ratio of thorium-B to thorium-C adsorbed is greater than the at. 
ratio of radium-B to radium-C. 0. Erbacher and H. Ktiding, 0. Hahn and M. Biltz, 
and 0. Hahn studied the adsorption of radium emanation by the hydrated oxide; 

I. KurbatofT, the effect of the acidity of the soln. on the adsorption of thorium-X 
by the gel; and D. C. Lichtenwalner and co-workers, the adsorption of salts of 
magnesium, calcium and potassium by hydrated ferric oxide gels. The order of 
adsorption of the cations was found to be calcium, magnesium, and potassium; and 
of the anions, phosphate, sulphate, and nitrate. In the case of nitrates, adsorption 
was very slight. The time taken to attain equilibrium was considerably greater 
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for phosphates than for other salts. The amount of adsorption of a particular salt 
increased with increased cone. The adsorption of a cation depended to some extent 
on the particular anion with which it was associated. Phosphates replaced adsorbed 
sulphates, but the reverse change did not occur. Sulphates and nitrates adsorbed 
by hydrogels could be removed by washing, but about two-thirds of the adsorbed 
phosphate could not be leached out. If hydrated ferric oxide is jjrecipitated by 
ammonia from soln. containing a copper or a nickel salt, some hydrated copper or 
nickel oxide is adsorbed, the amount depending on the proportions of the two salts 
present, and the amount of ammonia added ; the hydrated copper and nickel oxides 
cannot be removed by washing; and A. Charriou observed an analogous result 
when the precipitation is made in the j)resence of a calcium salt, and of a magnesium 
salt. F. Behrend, K. Ruegg, N. R. Dhar and co-workers, E. Toporescu, and 
A. Charriou studied the adsorption of other hydroxides—Ca, Mg, Cu, Ni, F.e(ou 8 ), 
Zn, Cd ; A. C. Chatterji and N. R. Dhar, the adsorption of the hydrosol of ferric 
oxide ; O. Hahn and M. Biltz, thorium emanation; M. Biltz, radiothorium, and 
radium emanations ; and 0. Nagel, the effect of adsorption on geochemical pro¬ 
cesses. M. Gcloso observed that pre¬ 
cipitated hydrated manganese dioxide 
likewise adsorbs precipitated hydrated 
ferric oxide. E. Dittler found that 
acid may })e adsorbed by 
d hydrated ferric oxide; 

A. Charriou, calcium hydroxide; 

K. Flerow, potassium nitrate ; V. H. 

Hall, potassium sulphate; F. Ibbotson 
and H. Brearley, nickel salts; I. M. 

Levy, copper and nickel salts; H. Busch, 
manganous, nickel, cobalt, and zinc 
salts; N. Nikitin, ammonia; W. A. 

Lazi(‘r and H. Adkins, hydrogen and 
ethylene ; A. F. Benton, hydrogen, 
oxygen, carbon monoxide, and carbon 
dioxide ; Wo. Ostwald and W. Haller, 

CCI 4 , (VHh, CeHo, (^H301, (CoH^l.O, 

CH 3 .COOH, C.H 5 OH, and (CH 3 )^C 0 ; 

H. N. Holmes and C\ J. B. Thor, the 
adsorption of oleostearine from soln. in 
volatile organic solvents ; H. B. Weiser 
and E. E. Porter, and C. E. White 
and N. E. Cordon, P. Rohland, and 

L. Michaelis and P. Rona, organic dyes; K. C. Sen, citric, racemic, oxaUc, 
sulphuric, malic, succinic, liippuric, and benzoic acids ; K. C. Sen’s results for 
the adsorption of some organic acids are summarized in Fig. 538. J. H. Perry 
found that in the adsorption of vapours from mixtures of vapour and air, (i) the 
adsorption efliciency is never UK) per cent., and decreases continuously until the 
saturation value is reached (chloroform, acetone, etc.) ; (ii) the adsorption is 100 
per cent, efficient for some time, and then proceeds to the saturation point, which 
is reached only after a long time (carbon tetrachloride, ethyl alcohol, benzene); 
(iii) the curves are almost linear up to saturation, probably indicating chemical 
reaction (methyl alcohol). The addition of air to sulphur dioxide or ammonia 
causes a marked lowering of the saturation capacity of the gel. The gel absorbs 
about 15 per cent, of its weight of water with 100 per cent, efficiency, after which 
the efficiency falls off up to saturation (18 per cent, of its weight of water). 
J. C. Philip discussed the reversibility of the adsorptive process as illustrated by 
the failure of the sorption and desorption curves of ferric oxide gel and benzene to 
coincide ; and B. Lambert and A. G. Foster, the pressure-concentration equilibria 


8ulphuri( 

precipita 
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between ferric oxide gels and water, ethyl alcohol, and benzene. J. K. Chowd- 
hury and M. N. Pal, and B. Lambert and A. M. Clark, and A. G. Foster 
studied the adsorption of benzene ; D. P. Grettie and R. J. Williams, piperidine, 
nicotine, arginine, quinoline, adenine, caffeine, creatine, betaine, acetanilide, urea, 
acetamide, glucose, succinimide, glycine, vicine, asparagine, glutamic acid, and 
aspartic acid; G. Malquori, nicotine, caffeine, and quinine; H. Freundlich and 
G. Lindau, proteins ; E. Abderlialden and J. Heumann, trypsin ; A. W. Bull 
and J. R. Adams, sodium alizarin ; and A. Boutaric and M. Doladilhe, organic 
dyes. W. Stollenwerk and M. von Wrangell found that with ferric oxide gels 
in soln. of sodium hydro-, dihydro-, and normal phosphate, the phosphate is 
adsorbed in continually increasing amounts until a maximum is attained in about 
12 hrs., and alter that there is a retrograde adsorption, for the adsorbed phosphate is 
gradually given up again. M. A. Rakuzin observed that neither the anliydrous 
nor the hydrated ferric oxide exerts a perceptible adsorption when immersed for 
24 hrs. in an aq. soln. of egg-albumin. Partly dehydrated or anhydrous ferric oxide 
has a relatively high adsorptive power for gases at elevated temp. Hence its use in 
burning hydrogen sulphide for the recovery of sulphur and in a process for making 
salt cake, discussed by E. Jobling, and E. K. Rideal and IT. S. Taylor ; and in 
the contact process for sulphuric acid, discussed by G. Lunge and K. Reinhardt, 
G. Kcppeler and co-workers, J. Krutwig, and L. and P. Wohler and co-worker ; 
T. Ito studied the action of silver nitrate on hydrazine hydrate, hydroquinone, and 
sodium hydrosulphite in a medium containing the hydrated ferric oxide. 

H. Moissan observed that hydrogen at 440^ reduces hydrated ferric oxide to 
ferrosic oxide. The loss of water, and the diminution in absorptive power and 
chemical activity which occur w^hen the hydrogel is kept under w\ater were discussed 
by J. Lefort, G. A. le Roy, and F. Limberger and G. (^ Wittstein. The changes— 
reduced dispersion, crystallization and loss of water—which occur in the hydrogel 
when it is heated under water were examined by E. l^erl and F. van Taack, 

J. Bohm, W. Bruhns, A. E. Davies, L. P. de St. Gilles, IT. de Senarmont, E. Wede¬ 
kind and W. Albrecht, and S. Veil —ride supra ; and the changt* which occurs when 
the hydrogel is heated with water at a high press, was investigated by 0. Ruff. 
For the solubility in water, and for the solubility jiroduct, vide infra, ferric 
hydroxide. A. Mailfert observed that the hydrated oxide dissolves in a soln. 
of potassium hydroxidf* in the presimce of ozone, forming potassium ferrate. 
L. J. Thonard found that hydrated ferric oxide has no action on hydrogen 
dioxide. R. J. Kepfer and J. IT. Walton, 1. S. Teletoff and E. A. Alekseeva, and 
G. F. Hiittig and A. Zorner studied the reduction with age in the activity of 
hydrated ferric oxide as a catalytic agent in the decomjiosition of hydrogen 
dioxide. The activity decreased from 18-5 secs, when 14 days old, to 20 secs, 
when 41 days old, to 22*5 secs, when 55 days old. 

According to G. Galcagni, C E. Janssen, G. A. le Roy, F. Limberger and 

G. C. Wittstein, B. Reinitzer, O F. Tower, and G. 0. Wittstein, the rate of dis¬ 
solution of the hydrated oxide in organic and inorganic acids depends on its previous 
history ; the aged hydrogel dissolves in acids slowly. 0. Mulcrt, E. Petersen, and 
A. Speransky found that the fresh hydrogel dissolves in hydrofluoric acid, forming a 
soln. of ferric fluoride; and for the work of E. Brescius, A E. Davies, H. R. Ellis 
and W. H. Collier, F. L. Hahn and M. Hertrich, F. Herrmann, W. (L Mixter, 

H. Schiff, D. Tommasi and G. Pelhzzari, S. Veil, and R. Willstatter and co-workers, 
vide supra. The action of hydrogen sulphide is discussed in connection with ferric 
oxide. P. Berthier, A. Gelis, C. J. Koene, L. Marino, J. Meyer, J. S. Muspratt, 

K. Seubert and M. Elten, and H. C. H. Carpenter found that with sulphurous 
acid it forms sulphite and dithionate. H. J. Harrar found that 100 c.c. of 
sulphuric acid, at 25®, dissolves during 40 and 60 days* action respectively 12-245 
and 14-236 mgrms. of Fe. 

F. Ephraim observed that when the hydrogel is rubbed with sodamide, much 
heat is developed and ferric oxide is formed. 0. Faust, and A. Guyard found that 
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the hydrogel is not soluble in aq. ammonia in the presence of ammonium salts, 
but if some organic compounds are present, G. P. Baxter and R. A. Hubbard, and 
others observed that the hydrogel passes into soln. C. F. Cross, and E. Schirm 
observed that during the washing of the precipitated hydrate, it appears to dissolve 
—or it may be that the colloid is peptized. According to 6. P. Baxter and 
R. A. Hubbard, “ the solubility of hydrated ferric oxide in aq. ammonia is caused 
by some organic impurity in the ammonia,” and they tried, without success, to 
reproduce the phenomenon by mixing methyl-, ethyl-, diethyl-, and isoamyl-amines, 
ethylenediarnine, aniline, and phenyl hydrazine with ammonia. H. von Helmolt 
said that the hydrogel is soluble in a hot soln. of ammonium fluoride, but not in a 
soln. of ammonium chloride, and, according to W. Vaubel, not in a soln. of 
ammonium nitrate. The adsorj^tion of phosphoric acid and phosphates has been 
indicated previously ; E. Erl(*nmeyer found that it dissolves in a hot, 48 per cent, 
soln. of phosphoric acid ; and R. M. Caven noticed that the fresh hydrogel reacts 
with a boiling soln. of ammonium phosphate to form ferric phosphate. The 
adsorption of arsenious acid by the hydrogel has just been discussed; and 
A. Rosenheim and 8t. Thon observed that if heated in a sealed tube with a soln. 
of arsenious acid, basic ferric arsenite is formed- supra, adsorption. 
H. N. Hartshorne studied the action of arsenic acid. According to P. de Clermont 
and J. Frommel, the fr(‘sli hydrogel does not react with arsenic trisulphide. 

According to J. A. Sokoloff, carbon monoxide begins to reduce the hydrogel 
at about 150"". F. K. (Jameron and W. O. Robinson, and P. N. Raikow observed 
no reaction with carbon dioxide, but J. Tillmans and co-workers stated that the 
hydrated oxide does absorb carbon dioxide. G. MacKinney, N. R. Dhar, G. Rao 
and A. Ram, G. Rao and N. R. J)ahr, and E. Baur and A. Rebmann studied the 
photo-reduction of carbon dioxide to formaldehyde with colloidal ferric oxide as 
catalyst. According to E. Wedekind and W. Albrecht, and H. W. Fischer, freshly 
precipitated ferric hydroxide gradually becomes black in contact with 4 per cent, 
hydrocyanic acid, whilst the liquid acquires an intense reddish-violet colour, the 
cause of which has not been ascertained. With increasing age of the ferric hydroxide, 
the colour becomes less intense, and is scarcely perceptible with a preparation 20 days 
old. With specimens which have been preserved during 5 to 6 weeks, the blackening 
of the solid or violet colour of the soln. is not observed. The black precipitate consists 
of a mixture of prussian blue and ferric hydroxide ; it is also formed when freshly 
prejiared ferric hydroxide is brought into contact with prussian blue. The ageing 
of the hydroxide affects only the first phase of the change, viz., the reduction of 
ferric to ferrous hydroxide by hydrocyanic acid. G. A. Goyder foimd that when the 
hydrogel is treated with a soln. of potassium cyanide, potassium ferrocyanide is 
formed. N. Tarugi, and K. C. Bailey found that the fresh hydrogel dissolves in 
thiocyanic acid to form ferric thiocyanate; E. Belloni, A. Scheurer-Kestner, and 
0. F. Tower, that it dissolves in formic acid. C. L. Parsons and S. K. Barnes found 
that the hydrogel is insoluble in a 10 percent, boiling soln. of SOdiumhydrocarbonate. 
A. Bette, F. Haber and G. von Oordt, C. E. Janssen, G. Mankiewicz, 8. U. Pickering, 
and B. Reinitzer also fomid that the hydrogel is soluble in acetic acid ; W. G. Bate¬ 
man and A. B. Hoel, in chloroacctic acid ; F. K. Cameron and W. 0. Robinson,' 
J. M. Eder and E. Valenta, and A. Rosenheim, in oxalic acid ; F. K. Cameron and 
W. 0. Robinson observed that the hydrogel dissolves in oxalic acid to an extent 
proportional to the cone, of the acid, and no definite basic oxalate was formed at 
25°. Soln. of oxalic acid of sp. gr. S dissolve the following percentage amounts of 
hydroxide, estimated as Fe 203 : 

S . . . 1 007 1 015 1*031 1 040 1*050 1*064 

FejOa . . . 0*48 0*95 1*86 2*33 2*98 3*62 per cent. 

A. Bussy observed that the hydrogel is soluble in all^ali oxalate soln. ; H. Malfati 
found that the hydrogel is soluble in tartaric acid ; E. Landrin, and S. U. Pickering, 
in malonic acid, tartaric acid, and in citric acid ; G. Werther, and E. Soubeiran 
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and H. Capitaine, in alkali tartrate Hoin.; and G. Calcagni, in glyooUic and laotic 
acids. According to H. J. Harrcr, the'solubility of limonite expressed in milligrams 
of Fe per 100 c.c., at 25°, during 40 and 60 days’ action, is for formic acid respectively 
4*329 and 4*352 ; acetic acid, 0*505 and 0*535 ; propionic acid, 0*259 and 0*381 ; 
oxalic acid, 6*645 and 3*825; malonic add, 10*520 and 12*125; succinic acid, 
1*213 and 1*220 ; lactic acid, 8*845 and 10*958 ; tartaric acid, 10*528 and 16*098 ; 
citric acid, 16*159 and 18*582 ; benzoic acid, 5*888 and 6*039 ; and salicylic acid, 
21*568 and 21*335. There is a definite relation between the strengths of the acids 
and the (juantities of ferrous and ferric oxides and limonite dissolved. The hydroxy- 
acids which form complex anions with iron dissolve abnormal proportions, and the 
sohi. undergo striking changes of colour. Some of the supposedly weak organic 
acids dissolve remarkable ({uantities of iron, and in natural soln. would be the most 
effective of all solvents. .1. B Burt found that a 12*5 per cent, excess of citric acid 
is necessary to dissolve ferric hydroxide. He also examined the reducing action 
of light on elixir of iron in the presence of quinine and strychnine. J. Wolff observed 
that the hydrated oxide is soluble in ammonium salicylate, and is precipitated from 
the soln. by hydrogen sulphide. M. Leprince found adsorption products were 
formed with methylarsinic acid. A. Naumann found that the hydrogel is insoluble 
in benzonitrile ; and P. Vignon, insoluble in trimethylamine ; A. Miiller observed 
that the hydrogel is soluble to some extent in glycerol ; J. M. van Bemmelen and 
E. A. Klobbie said that it is dehydraU^d by boiling glycerol; H. Malfatti observed 
that it is soluble in polyhydric alcohols, glycerol, and sugar soln. ; and G. Buchner, 
that it is soluble in soln. of albumen. C. F. Schonbein found that tincture ol 
guaiacum is not oxidized by hydrated ferric oxide. 

G. Rousseau and J. Bernheim found that the hydrated oxide dissolves in fused 
sodium hydroxide— I’zV/c infra, goethite. (t. Zirnite observed that if a current of 
air be passed into hot, cone, soda-lye containing hydrated ferric oxide in suspension, 
a little ferric oxide dissolves without colouring the liquor, and when the soln. has 
stood for some days, it becomes turbid owing to the separation of hydrated oxide. 
The turbid soln. is clarified when it is warmed— vide infra, alkali ferrites, and 
ferrates. The hydrogel dissolves in some soln. of metaUic salts to form complex 
salts. C. L. Parsons and 8. K. Barnes found that the hydrogel is insoluble in a 
10 per cent, boiling soln. of sodium hydrocarbonate. H. Ost observed no reaction 
with soln. of magnesium chloride, and O. T. Christensen, that when fused with 
potassium hydrofluoride, potassium ferric fluoride is formed. W. 0. Hickok 
observed that a soln. of stannous chloride acts on goethite. J. Jeannel, and 
P. Nicolardot found that soln. of the hydrated oxide in one of ferric chloride have an 
acidic character, they decompose carbonates, and are said to contain an oxychloride 
or basic chloride (q.v.). According to E. A. Schneider, the hydrated oxide dissolves 
in a cone. soln. of aluminium sulphate, forming a brown liquor which can be 
evaporated without decomposition, but if water be added, a basic sulphate is 
precipitated. A. Charriou studied the adsorption of ferric hydroxide by precipi¬ 
tates of barium sulphate, and calcium oxalate. E. 8. Hopkins discussed the use 
of hydrated ferric oxide as a flocculant in the purification of water. 

A red, earthy ore, sometimes mistaken for limonite and called red ochre, as well 
as hrmmtile, occurs in the Turginsk copper-mine near Bogoslovsk, Urals; in the 
Kolyvan district, Altai; near Hof, Bavaria, near Siegen and Diisseldorf, Prussia ; 
etc. A. Breithaupt 2 called it hydrohwmaiite; and H. R. Hermann, turgite, or turite 
or turjite, according to the spelling adopted for the Russian name. The word 
turgite is an incorrect German transliteration from the Russian. Analyses were 
reported by P. A. Schemjatschensky, J. Samojloff, C. F. Rammelsberg, F. M. Heddle, 
6. J. Brush, E. Manasse, E. Posnjak and H. E. Merwin, J. Eyerman, H. R. Hermann, 
and G. C. du Bois. Turgite was also described by E. 8. von Fedoroff and 8. N. Nikitin, 
and A. Krasnopolsky. The results in some cases approximate to hemihydrated 
ferric oxide, 2 Fe 203 .H 20 . With the analyses of N. 8. Kumakoff and E. F. Rode, 
the percentage water in hydroheematite ranges from 5*91 to 7*98, and a sample of 
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red Glo8koj)f had 0*60 per cent. J. 1). Dana regarded turgite as identical with 
hydrohajmatite. G. Tscherraak, F. Zirkel, F. Klockraann, and P. Groth discussed 
the right of turgite to be regarded as a definite mineral species ; L. J. Rpencer found 
that the dehydration curve is different from those of limonite and goethite, and he 
favoured the hypothesis that the mineral is a distinct mineral species, and M. Bauer 
represented it by the formula H 2 Fe 407 . H. W. Fischer did not regard it as a 
definite individual, and E. Posnjak and H. E. Mcrwin found that the facts fitted 
the assumption that it is a solid soln. of hjcmatite and goethite with enclosed (or 
capillary) and adsorbed water. O. Ruff obtained a hemihydrate by heating ferric 
oxide and water under a ])ress. of 5(XX) atm. above ()2'5°. H. W61i)ling regarded 
the product as a mixture of anhydride and hydrate. According to E. Posnjak 
and H. E. Merwin, turgite is not necessarily a dehydration product of goethite or 
lepidocrocite ; but pseudomorphous turgite may have resulted from the dehydration 
of fibrous goethite, and from the oxidation and slight hydration of magnetite and 
the martites, Pseudomorphous turgite is intermediate between haematite and 
primary turgite. A. Pelikan, who observed turgite—which he called limonite—on 
some fibrous goethite, concluded that turgite could not have been formed by the 
dehydration of goethite, but was rather deposited there directly. H. Stremme, 
and F. Cornu considered that the dehydration of the higher hydrates of ferric oxide 
takes place in nature under the influence of salt soln. or by atmospheric weathering, 
since it is impossible for several hydrates to be stable under a given set of con¬ 
ditions. E. Posnjak and H. E. Merwin, however, question whether the assumed 
series of hydrated ferric oxide really exists. The monohydrate is probably stable 
at any temp, which the earth’s surface may normally reach, and it is therefore 
unlikely that in nature the red ferric oxide is derived by the direxX dehydration of 
the yellow. It is probable that both red and yellow substances may be formed at 
ordinary temp, by somewhat different chemical reactions ; both are relatively stable 
under the conditions usually met with near the earth’s surface. According to 
J. Bohm, the naturally-occurring hydrated ferric oxides, except ruby mica, consist 
of impure goethite; in the case of turgite, the X-radiograms correspond with the 
haematite structure, so that turgite is partially dehydrated goethite. X-radiograms 
of the hydrogels give no indication of the presence of any crystalline hydroxide, but 
if they be heated with 2A-KOH, at 150°, the lines of goethite appear. The hydrosols 
appear to contain a basic salt, but aged sols show the goethite lines. E. Davies 
prepared what he regarded as the hemihydrate, 2 Fe 203 .H 20 , by adding aq. ammonia, 
or soda-lye, or potash-lye to a soln. of a ferric salt, heating the precipitate with the 
mother-liquor for 100 hrs. at 100°, or 1000-2000 hrs. at 50°-60°, washing the 
precipitate, and drying it between 50° and 100°, 

L. J. Spencer said that turgite usually occurs as a layer on limonite, and forms 
hard, lustrous, mamillated or botryoidal masses with a radially-fibrous and con¬ 
centric-shelly structure. It is black often with a reddish tinge of colour. The 
streak is dark cherry-red, and very thin fibres transmit a crimson colour. 
PI. Davies’ product had a sp. gr. of 4*545. A. Breithaupt gave 4*29 to 4*681 for the 
sp. gr. of the mineral turgite ; H. R. Hermann gave 3*54 to 3*74 ; J. Samojloff, 
4*63; G. J. Brush, 4*14 ; and C. Bergeraann, 4*681. N. S. Kurnakoff and E. J. Rode 
gave 4*41 to 4*57 for the sp. gr. of hydrohaematite. E. Posnjak and H. E. Merwin 
found that the sp. gr. of turgite ranges from 4*607 to 4*978 at 25°/25° ; and if cor¬ 
rected for the contained silica and siderite, the sp. gr. ranges from 4*648 to 5*050 ; 
with sp. vols. from 0*198 to 0*215. If the water is adsorbed, turgite should have 
very nearly the sp. vol. of the sum of the sp. vols. of water and ferric oxide (sp. gr. 
5*2). The sp. vol. curve would then be that represented by the thin line in Fig. 539. 
The observed results deviate from this, and lie more nearly on the sp. vol. curve of 
mixtures of haematite and goethite represented by the thick line in Fig. 539. This 
agrees with the assumption that turgite is a sohd soln. of ferric oxide (haematite) 
and monohydrated ferric oxide (goethite). L. J. Spencer found that the hardness 
of turgite is near 6*5 ; and that turgite decrepitates violently when heated. The 
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dehydration curve, with a 4 months’ heating at each temp., is a continuous line. 
This was confirmed by E. Posnjak and H. E. Merwin, who found that the curve is 
different from the corresponding curves of goethite, limonite, lepidocrocite, and 
xanthosiderite —vide infra. The smooth curve shows that the water is given off 
gradually, as the temp, rises. There is no sudden decomposition anywhere. It is 
therefore inferred that the water is adsorbed or in solid soln., or both. The rehydra¬ 
tion of dehydrated turgite was not successful, so that the dehydration is not a 




Fig. 639. — Specific Volumes of 
Mixtures of Goethite and Hepmatitc. 


Fig. 540.—Dehydration Curve of 
Tiugite. 


reversible process, and consequently it is doubtful if the water is merely adsorbed. 
The water is supposed to be held in solid soln. E. Posnjak and H. E. Merwin found 
the heating curve of turgite shows a slight exothermal break at 110', and no other 
singularity occurs between that temp, and 600''. The heating curve is unlike the 
corresponding curves with tlie other hydrates. If turgite be a solid soln. of lia^inatite 
and goethite, it might have been expected that the heating curve would resemble 
that of goethite— vide infra. 

N. S. Kurnakoff and E. J. Rode showed that the dehydration curves of the 
natural hydrated ferric oxides can be subdivided into three groups, and they 
furnish three phases. The first group, illustrated by curve I, Fig. 541, has a con¬ 
tinuous dehydration curve analogous to 
the dehydration curves of the zeolites. 
There may be a break at 125'' to 130"— 
vide infra. This group includes the 
turgites and the hydroluematites. The 
sp. gr. is 4-4 to 4*8. The colour is red, 
and the streak differs from the streaks 
of the substances in the other classes. 
The second group, illustrated by curve 
II, includes goethite, lepidocrocite, and 
limonite with 8 or more per cent, of 
water. These substances have 9*9 to 
13*2 per cent, of water. Water exceed¬ 
ing Fe 203 .H 20 —?.c. 10-1 per cent.—is 
probably present in solid soln. The 
sp. gr. is 3*5 to 4*2 ; and the streak 
is pale yellow to dark brown. The 
dehydration curves have a charac¬ 
teristic terrace—the goethite terrace— 
in the vicinity of 200", shown by curves II and III. This terrace corresponds with 
the beginning of the breaking of the a-phase-solid soln. of water in haematite. The 
hydrates of group I are typically a-solid soln. In substances with the higher pro¬ 
portions of water there is a terrace between 125° and 135°, corresponding with the 



Fig. 641. —Dehydration curves of the 
Natural Hydrated Ferric Oxides. 
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beginning of the breaking up of the jS-phase or solid soln. of water in goethite. 
The third group, illustrated by curve 111, includes xanthosiderite, bog ores, and 
limonite. They have 13-8 and more per cent, of water. The dehydration curves 
show the goethite terrace; and the terrace at 120° to 150° where the j3-phase or 
solid soln. begins to decompose ; below that temp, there is the y-phase, or what 
N. S. Kurnakoff and E. J. Rode call the xanthosiderite soln., or the y-solid soln. 
is present. Curve 111 represents the decomposition of the ])og iron ore, the sp. gr. 
of which is 2-7 to 3*8, and the streak pale yellow or dark brown. P. A. Thiessen 
and R. Koppen's study of the dehydration curves of goethite show that it is 
a hemihydrate ; the vap. press, curves of hydrated ferric* oxide, at different 
temp., had breaks corresponding with the ietrahydratCy Fe 203 . 4 H 20 ; the herni- 
heptahydrate^ 2Fe203.7H20 ; the trihydrate, Fe 203 3H2O ; the hemipentahydrate, 
2Fe203.5H20 ; the dthydrate, Fe203.2H20 ; the hem'itrihydrate, 2Fe203.3H20 ; 
the monohydratc, F€^2^s-^^2^1 ^ f^he hemihydrate, 2 Fe 203 .no 0 . There are 

probably also the peniahydrate, Fe203.5H20; and the hemienneahydrate, 
2 Fe 203 . 9 H 2 ( 3 . G. F. Hiittig and A Zorner, G F. Hiittig and H. Garside, 0. Ruff,-^ 
and (\ Slonim studied this subj(‘ct. 

Turgite is optically negative'. K. Manasse found that it is not doubly refracting. 
According to E. Posnjak and H. Ph Merwin, fibrous red oxide of iron containing 
variable amounts of water—d to 6 per cent.—cannot be definitely characterized. 
Detached splinters have ])arallel extinction, negative elongation, and negative, 
apparently uniaxial, optical properties. The refractive indices range from a (ov e) 
=^2-3 to 2*6, and jS (or co)—2*5 to 2*7. They found 2-4G to 2*58 for Na-light, and 
j3—y—2*38 to 2*52 for Li-light. T. W. (\ase found that the resistance does not 
change on exposure to light. E. Davies found the artificial product dissolves 
readily in hydrochloric acid, and slowly in nitric acid. 

In 1789, J. P. Becher 3 described what he called Euhinrothcrz Eisenglvnmer, 
which occurred at Siegen, in thin scales of a ruby-red colour ; and later L. A Emmer- 
ling, an EisemjJimmer with a colour, red, steel-grey or black ; F. Mohs, a fibrous 
ironstone, coloured hyacinth-red, or blood-red, and forming four-sided plates; 
while J. ¥ \j. Hausmann said that Brauneisenstein occurs (i) in thin, red, scaly or 
tabular crystals, in Ruhimjlwmer, a name synonymous with J. V. Ullmann's 
pyrrhosiderite- from rrvppo^;, fiery red; oLhrjpoSy iron—and which 1). G. J. Lenz 
called goethite— after J. W. Goethe ; (ii) scaly and fibrous, ejj. the lepidocnKite or 
lepidolcrohie —Aem?, scale; and KpoKis or KpoKv^, fibre--of J. (h Ullmann ; 
(iii) acicular, or capillary (not flexible) crystals, or in slender prisms sometimes 
grouped, e.g. the yellowish-red, fibrous 7ieedle-irot}'>t(me or NadeJeisenerz of 
A. Breithaupt. K. Willmann considers rubinglimmer and nadeleisenerz to be 
definite varieties. A variety occurring at Pribram, has a velvety surface and was 
called Sa7nmcthJcnde or velvet hleiide, And it is the przihra7mte of P]. F. Giocker. 
There is also (iv) a brown or black, fibrous variety calleil Glaskopf ; (v) a drossy 
variety corresponding with J. C. Ullmann’s stilpnosidente — areXTreog, shining— 
which is a form of limonite (q.v .); (vi) a compact form ; and (vii) an oc'hreous variety 
- both the com])act and ochreous varieties are probably limonites. The stamerite 
of V. Cuvelier, and A. Schoej) and V. Cuvelier approximates (Co,Fe,Al) 203 .H 20 . 
The ehileitc of A. Breithau])t is a form of goethite, and the acicular goethite 
which penetrates the quartz found on an island in Lake Onega, Russia, was 
called onegite by C. C. Andre, and/wWowiVc—after a Mr. P'ullon—by A. Breithaupt. 
P\ Cornu called a colloidal variety with the '‘composition’’ of goethite, Ehren- 
7 V€rth}ie-- after A. Ehrenwerth. The crystals in some forms of jleehes d'a7nour, 
and in some arcvturine felspars— e.g. sunstoTie— are supposed to be goethite. F. von 
Kobell showed that needle-ironstone, goethite, and lepidocrocite have the general 
formula Fe 203 .H 20 , while varieties of limonite have the composition 2 Fe 203 . 3 H 20 . 
Analyses of goethite were also reported by A. Breithaupt, G. J. Brush, I. Domeyko, 
P. A. Dufrenoy, C. W. von Giimbel, B. J. Harrington, T. Hiiege, P". M. Hcddle, 
H. R. Hermann, A liacroix, E. Manasse, J. J. Noggerath, W. ¥. PfafF, E. Posnjak 
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and H. E. Merwin, C.'F. Rammelsberg, G. Rose, J. B- Schober, M. WeibuII, K. Will- 
maim, and P. Yorke. N. S. KurnakofF and E. J. Eode found 9*89 to lid 7 
per cent, of HoO in the samples they analyzed. The analyses of ^oethite and 
lepidocrocite are in general agreement with the formula for the inoilohydrfttBd 
ferric oxide, Fe 203 .H 20 , or, with less justification, ferric oxyhydroxide, FeO(OH). 
N. 8. Kurnakoff and E. J. Rode, however, are not satisfied that this substance is 
really a chemical individual. The formation of goethite in nature has been discussed 
by F. Babanek,4 W. Bornhardt, 0. Miigge, and A. E. Reuss, from which it appears 
that in some cases, limonite represents an intermediate stage in its formation, but 
in other cases— e.(f, the inclusions of geothite in quartz, etc .---it is not probabk^ 
that it was formed from limonite. According to L. P. de St. Gilles, when a soln. of 
a ferric salt is treated with ammonia, and the precipitate washed until free from 
ammonia, and then dried at 100°, the colour slowly changes from yellowish-brown 
to brick-red, and it then contains water eq. to FcoOs-HoO. G. Fownes obtained an 
analogous product by the action of ])otassium hydroxide on ammonium potassium 
ferric sulphate. Observations on this subject were made by C. AV. C. Fuchs, 
H. SchifF, H. de Senarmont, H. Debray, and F. W. V. Krecke. According to 

G. Rousseau, this hydrate is obtained in crystals by the action of boiling water on 
ferric oxychloride. F. Muck obtained the amorphous monohydrate by the action 
of a mixture of sodium carbonate and hypochlorite on a boiling soln. of ferrous 
sulphate ; and G. Rousseau and J. Bernheim reported violet jilatea contaminated 
with a little soda, to be formed at 1100'' by the action of dry, hydrated ferric oxide 
on sodium carbonate. The needle-like crystals produced by the last-named were 
said to be rhombic and different from ordinary goethite, so that this hydrate was 
said to be dimorphous. J, D. Dana, however, did not accept these statements; 
and C. Doelter could not obtain the dimorphous crystals, and said that the synthesis 
must be regarded as very doubtful. For D. Toinmasi's observations on the a- 
and jS-monohydrate, vide supra. D. Tommasi oxidized hydrated f(‘rrous carbonate 
or hydrated manganosic oxide with potassium chlorate, he also oxidized ferrous 
hydroxide, and oxidized iron under water to form in all cases the yellow hydrogel 
hydrated ferric oxide. F, Muck said that the oxidation is complete when sodium 
hypochlorite is employed. 0. Ruff, J. M. van Bemmelen, and E. Posnjak and 

H. E. Merwin regarded the yellow hydrogel as a true monohvdrate. 11. W. Fischer 
obtained a yellow hydrogel by the hydrolysis of a hot soln. of ferric' chloride ; S. Veil, 
and Y. Rodt by the oxidation of ferrous or ferric sulphide suspended in water by 
means of a current of air; 0. Baudisch and co-workers, the action of an azide or 
organic base on ferric chloride ; and A. Krause, by oxidizing ferrous hydroxide. 

H. Brunck and C. (frilbe obtained a substance rescunbling goethite from a molten 
sodium hydroxide, at 4fX)‘", contained in an iron boiler. According to W. L. Dudley, 
iron is attacked by fused sodium dioxide to form dark led, tabular crystals of the 
monohydrate. A. Frickhinger, olitamed the monohydrate by the action of a soln. 
of ammonium chloride on iron in a closed vessel; and F. Wibel, by the action of 
soln. of ferrous salts on copper or on cuprous oxide. Z. Roussin obtained this 
hydrate by heating iron nitrosylsulphide, or sodium nitroprusside with cone, 
aikali-lye. J. M. van Bemmelen and K A. Klobbie found that the hexagonal 
plates of sodium ferrite, NaFeO.,, w^hen treated wdth water at 15°, furnish a ferrous 
acid, H.Fe 02 ; the crystals lose water at IfX)'^, and consequently this hydrate cannot 
be the same as goethite, which retains its water at a much higher temp. They also 
doubted if goethite can be produced under the conditions of temp, which prevailed 
in G. Rousseau’s, and H. Brunck and C. Grabe's experiments. A. Vesterberg 
obtained monohydrated ferric oxide, jiseudomorphous after ferric sulphate, by 
dr 3 dng his dibydrate— vide infra —in a desiccator. The jiroduct was not very 
stable, for it began to lose water at 100°; and, unlike some other forms, it is hygro¬ 
scopic. E. Posnjak and H. E. Merwin found that the yellow hydrated ferric oxide 
resembling the natural, amorphous oxide was formed below approximately 120°, 
but only above that temp, was red, hydrated ferric oxide, resembling turgite and 
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hewnatite, produced. 0. Ruff obtained the monohydrate, goethite, by heating the 
hydrated oxide with water between 42*5° and 62-5°; at a higher temp, a less 
hydrated oxide was formed, and at a lower temp, a more hydrated product was 
produced —vide supra. H. Wolbling regarded 0. Ruff’s product as a mixture of 
anhydride and hydrate. C. Doelter found that the precipitate of hydrated ferric 
oxide becomes crystalline after being shaken for 88 days ; and that the gelatinous 
precipitate gradually forms the crystalline monohydrate when heated on the water- 
bath. The syntheses of crystalline goethite here reported ate not, in general, 
satisfactory ; and those of the monohydrated ferric oxide which yield a colloidal 
or amorphous product leave it open for debate whether or not the proportion of water 
observed is only due to an arbitrary selection of the conditions of drying. According 
to W. H. Albrecht, and E. Wedekind and co-workers, what F. Haber called the 
a-hydratc, a-FeO(OH), identical with goethite, is prepared by oxidation of ferrous 
hydrogen carbonate soln. by hydrogen dioxide, by a current of air or oxygen, or by 
a prolonged exposure of the soln. to air at 37"^. In the last case, ferrous iron is 
present as well. The y-hydntlc, y-FeO(OH), identical with lepidocrocite, is obtained 
by the oxidation of very dil. soln. of a ferrous salt by the eq. amount of sodium 
iodate in presence of sodium thiosulphate. Both hydrates are crystalline. The 
temp, of decomposition of the synthetic hydrates is markedly lower than that of 
the natural substances. The ratio H 2 O : Fe 203 is not constant, the water-content 
being usually higher than the theoretical. 

H. Freundlich and S. Loebmann, and P. von Mutzenbecher prepared a colloidal 
soln. of goethite by centrifuging a mixture of perhydrol and iron pentacarbonyl. 
They found the s{)eed of coagulation to be a quadratic function of the rate of stirring. 
Coagulation occurs at the interface of sol and air. The speed of coagulation passes 
through a minimum on adding increasing amounts of electrolytes. Small amounts 
of propyl alcohol favour coagulation, larger amounts delay it. 7 , 9 oamyl alcohol 
favours coagulation, nudhyl alcohol inhibits it. H. Freuudbch and B. S. Greens- 
felder also studied the subject. 

Goethite occurs in reniform or stalactitic masses with a concentric and radiated 
structure ; it also occurs fil>rous and foliated or in scales, as well as in prismatic 
crystals which arc vertically striated, and (dten flattened into scales or plates 
parallel to the (01())-face. The colour is yellowish-, reddish-, and blackish-brown ; 
often blood-red by transmitted light. The streak is ))rowni 8 h-yellow or ochre- 
ycllow. J. L G. Schroder van der Kolk •"* said that the colour of the powder is like 
that of a ripe orange ; and E. Posnjak and H. E. Merwin added that the fine powder 
is dull orange-yellow. The thicker grains show a slight pleochroism in orange-yellow 
and browns; but the thinner grains arc not perceptibly pleocbroic, and they are 
clear yellow. K. Willmann said that the mineral is feebly pleochroic—yellowish- 
orange in the direction of the c-axis; and brownish, perpendicular to that axis. 
0 . Miigge said that when thin plates are warmed, between crossed nicols, the colour 
passes from green to red, but the green colour returns on cooling. According to 
W. Phillips, the rhombic crystals of needle ironstone have the axial ratios a: b : c 
==0-9185 : 1 ; 0*6068 ; and E. Posnjak and II. E. Merwin gave 0*90 (to 0*92); 1: 0-600 
(to 0*605). The elongation of the prismatic, bladed, and fibrous varieties is parallel 
to (001). The (010)-cleavage is perfect, and the (lOO)-cleavage is good. In one 
sample, the optic axial angle 2E=^c. S0° for 6()0/i/x ; and in another sample, 
2A^=~90° for 675^, and 120 '^ for 546pft, or 2r”35^ to 40°. E. Palla gave 
2^-50°; A. Pelikan, 2^-58° 31' for red light, and 67° 42' for yellow light. 
0. Miigge found that with the 577pp, and 579/ifL yellow mercury double line, the 
effect of temp, on the optical axial angle is : 

6 , 12 0^ 55-7° 63^ 74 r 102-5° 116*3° 

2E . 83° IP 63° 14' 24° 05' 0° 46° 22' mr IP IMP 20' 

The optical character is negative. R. Gaubert found that the effect of temp, on 
the variation of the dispersion of the optic axes of goethite and limonite, and the 



880 


INORGANIC AND THEORETICAL CHEMISTRY 


action of hydrochloric and hydrofluoric acids show that fibrous limonite is impure 
goethite. K. Willinann regarded the scaly rubinglimmer, and acicular needle- 
ironstone as two different forms of the monohydrate, so that goethite is considered 
to be dimorphous, and rubinglimmer is called y-goethite, and needle-ironstone, 
a-goethite. The y-form is taken to include lepidocrocite— vide infra —and 
pyrrhosidorite. For the coagulation of colloidal soln., vide hydrosols of ferric 
oxide. 0. Baudisch and L. A. Welo dehydrated y-FcoOy.HoO by friction, forming 
red y-F 203 . 

According to J. Bohm, the X-radiograms show that precipitated hydrated ferric 
oxide is amorphous, but after slow drying it gives hiematite, and when heated with 
potash-lye, goethite. The a-monohydrate has a rhombic holohedral lattice with 
a==4*60 A., 6--10‘01 A., and c-=3-04 A., or a : : r==0*459 : 1: 0*303, and a sp. gr. 
4*195 ; the y-form has a”~385A., 6:^12*5 A., and c—3*07 A., or a:b:c 
—0*308 : 1 : 0*246, and a sp. gr. 3*97. These values for the a- and c-axes are about 
half those generally accepted. J. Bohm gave for the dimensions of the elementary 
cell, ( 7 =-“ 4*60 A., h^l0*0l A., and c -3*04 A. S. Goldsztaub gave a 6*64 A., 
7;“~10*0A., and c^3*03 A. for goethite; and for lepidocrocite, a-3*87 A., 
h—i2*4A., ^nd c-3*06 A.; and W. F. do Jong gave for goethite, 4*55 A , 
6=9*90 A., and c==--3*01 A.; and he said that it is not isomorphous with staincrite— 
cf, ferrous oxide. G. Tunell and E. Posnjak, and B. F. Kerr studied the X-radio- 
grams of goethite. J. Bohm gave for Nadelcisenerz the axial ratios a : h : c 
“--0*918 : 1 : 0*606 ; and for Eubinglbnnier, 0*61: 1 : 0*43. Observations on the 
crystals were also made by F. Babanek, M. Bauer, A. Breithaupt, K. Busz, J. Cates, 

G. Cesaro and A. Abraham, J. 11. Collins, J. I). Dana, A. P. Diifrenoy, R. P. Greg 
and W. G. Lettsom, F. M. Hoddle, A. Johnsen, G. A. Kenngott, A. Lacroix, 
A. Michel-Levy and A. Lacroix, L. Michel, E. Palla, A. Pelikan, F. A. Quenstedt, 
C. F. Rammelsberg, A. E. Reiiss, G. Rose, H. Traube, and D, F. Wiser. 

For the sp. gr., G. Rose gave 4*7 ; D. F. Wiser, 4*111 ; F. M. Ileddle, 3*768 to 
4*146 ; A. Breithaupt, 4*006 ; J. 1). Dana, 4*0 to 4*4 ; and 0. Miigge, 4*103 to 
4*481 ; and after dehydration, the sp. gr. was 1*318 to 4*524. E. Posnjak and 

H. E. Merwin found the sp. gr. of their samples ranged from 4*091 to 4*263 at 
27''/27° ; and when corrected from the analyses for the contained siderite, manganite, 
and silica, they ranged from 4*29 to 4*32 at 27 y27° ; N. S, Kurnakoff and E. J. Rode 
gave 4*20 for the sp. gr. The hardness is between 5 and 5*5. 

The a-forni is also called ferric metahydroxide, and the y-form ferric ortho- 
hsrdroxide. According to A. Krause, and 0. Baudisch and L. A. Welo, the meta¬ 
hydroxide has acidic properties, its isoelectric point being p„=5*2. whilst the ortho- 
hydroxide is more basic than acidic having an isoelectric point 7*7 ; wliilst 
goethite, J. Bohm's a-Fc.O.OH, has no acidic properties. For the ferrous ferrites 
from these two hydrated ferric oxides, vide infra, ferrous ferrites. Since orthoferric 
hydroxide furnishes Ag 3 H(Fe 02 ) 4 , when heated with silver nitrate*, A. Krause 
and K. Pilawsky siiggest<*d that not all the Oll-groups have the samti value, and, 
in the absence of a knowledge of the mol. wt., suggested that the graphic formulae 
of the ortho- and meta-hydroxides are respectively as follows :— 

HO.Fc.O.Fe.OH 

OH OH OH O O 

HO.Fe.0.4Y*.O.Fc() HO.Ft.O.Fc.OH 

OrthohjdroxKit* Mt Uhyclroxkli) 

According to G. Schikorr, the X-radiograms of rust show that both a- and 
y-FeO(OH) can be formed in the rusting of iron. The two forms are cr}\stallo- 
graphically different and they are represented by the minerals goethite—or 
a-FeO(OH)—and lepidocrocite—or y-FeO(OH). G. Schikorr observed that when 
ferrous chloride in aq. soln. is oxidized spontaneously in air, a-FeO(Oll) is formed ; 
when ferrous hydroxide is rapidly oxidized in water through which oxygen is 
passed, a-FeO(OH) is formed ; and a-FeO(OH) is produced when th'* hydroxide is 
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slowly oxidized. When a soln. of ferrous hydroxide in ammonium chloride is 
rapidly oxidized, a-reO(OH) is formed, and if slowly oxidized, y-FeO(OH) is pro¬ 
duced ; and if a soln. of ferrous hydrocarbonate in saturated carbonic acid is slowly 
oxidized a-FeO(OH) is formed, but if the carbonic acid is in only slight excess, some* 
y-FeO(OH) is formed. E. Stimemann observed the formation of the y-form in 
the hydrolysis of ferric oxychloride. According to 0. Schikorr, rust which is formed 
in contact with iron, under water, consists of 
y-FeO(OH), presumably because it has been pro¬ 
duced by the oxidation of a ferrite ; whereas rust 
formed at some distance from the iron consists 
of a-FeO(OH), presumably because it has been 
formed by the direct oxidation of a ferrous salt. 

R. D. Williams and J. Thewlis prepared crystals 
of the y-hydroxide, i.e. lepidocrocite, by precipi¬ 
tation from a soln. of ferrous chloride with calcium 
hydroxide, and subsequent oxidation at room 
temp. The crystals are of the order 10“^ cm. 
across, and those of the a-oxide, are of the order 
10 “^ cm. across. When heated, the a-hydroxide 
passes into cubic ferric oxide, and later into the 
rhombohedral oxide. The transformation from 
the y-hydroxide to the y-oxide (cubic) is roughly 
between 250° and 300°. R. Kattwinkel, F. Haber, 

O. Krohnke, H. Schwiersch, and F. Drexler also studied this subject. The 
dehydration of the oxyhydroxide w^as examined by O. Ruff, H. W. Fischer, 

P. Nicolardot, G. F. Hiittig and co-workers, J. Rohm, and A. Simon and T. Schmidt. 
G. Schikorr represented by Fig. 542 the dehydration curves of the two forms 
prepared by slow and rapid oxidation of soln. of ferrous hydroxide in aq. soln. of 
ammonium chloride. W. H. Albrecht and E. W’edekind thus summarized the 
relations between the different oxides and hydrates : A. Kjrause and co-workers 
concluded from their study of silver ferrite that the ferric hydroxides include : 



Drying temperature 


Fig. 542. — The Dehydration 
Curv^es of the two Ferric Oxy- 
hydroxides. 


I.—The orthohydroxido and polyorthohydroxide with chain-like molecules. 

II.—Yellow hydroxide with ring-hke molecules—e.</. the metahydroxides—embracing 
(1) the ferrous acid, (HFe02)n either amorphous, or crystalline y-FeO(OH); and (2) 
goethite, (FeaOj.HjOlw, to which the a-hydroxide and amorphous goethite belong. 
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J. W. Gnmer’s limonite was probably goetbite, and he found; 

The stability of limonite in the presence of water was tested at 260® and 300® in sealed, 
thick'Walled pyrex tubes. At 260® limonite showed no change. At 300® it was found that 
limonite in the tube above the water turned a brilliant red, whereas the limonite under 
water remained michanged. The time of the experiment was 21 days. On analysis it 
was found that the whole sample in the tube contained 5-95 per cent, volatile matter after 
drying at 106°, and the ignition loss of the original material after drying at 106® was 12-13 
per cent. This very peculiar behaviour of ferric hydroxide at these temperatures will be 
investigated further. It is probable, however, that, as J. M. van Bommelen pointed out 
long ago, limonite is stable in the presence of water and under corresponding pressures at 
temperatures which approach 300®. 

According to G. Tunell and E. Posnjak, the conversion of goethite to haematite 
probably proceeds at a much lower temp., for with boiling O’lA’^-IICl, goethite 
passes into haematite ; and in J. W. Gruner’s experiments, a product with a slow 

rate of decomposition was mistaken for a stable 
state. Variations were observed owing to differences 
in the rates of heating, and differences in the physical 
character of the substance— e.g. size of grain. De¬ 
hydration experiments in which the substance was 
heated for 4 months at different temp., and the 
losses of weight determined, showed that the de¬ 
hydration curve consists of three parts. Fig. 543. 
The middle portion represents the loss of water 
attending the decomposition of the goethite, and it 
is accompanied by a change in colour from yellow 
to red. The upper and lower portions of the curve 
represent losses of water not chemically combined, 
and which is in all probability adsorbed and capillary 
>vater held in pro])ortions which vary largely with the 
structure of the material. The re-hydration curves 
show that, roughly, the proportion of water taken up 
by the dehydrated material in a humid atmosphere is the same as the amount lost 
in the first stage of the heating. Goethite which was crystalline before dehydration, 
took up very little water; while the fibrous varieties, and particularly the amorphous 
varieties, took up larger proportions. L. J. Spencer also found a break in the 
dehydration curve of goethite just below 250^ ; and 0. Miigge also obtained one 
at approximately 250°. N. S. Kurnakoff and E. J. Rode's observations on this 
subject have been discussed in connection with turgite —vide sujirn. E. Posnjak 
and H. E. Merwin’s break at 200° was obtained with a 4 months’ heating at the 
different temp.; the others were obtained with a few hours’ heating, so that equili¬ 
brium was more nearly attained than was the case with L. J. Spencer's, and 
0. Miigge's measurements. Expressing the time in hours and in brackets, the 
percentage losses of water at different temp, with a sample of coarse-grained goethite, 
from Crystal Park, were as follow^s (the sample when dried at 126° suffered an 
insignificant loss): 

153” (3) 102° (3) 2U’(7) 2(54“ (3) 282 (2) 303” (21) 305^21) 376 (10) 

Loss . 0-04 () 05 0-24 0-90 1 37 7-77 9 02 9-72 per cent. 

The loss over 376 (4) was 10*38 per cent. With a fine-grained sample, the losses 
were : 

132 (1) 220" (H5) 275” (22) 304 (7) 353" (10) 400 (22) >400° (O'S) 

Loss . . 0 19 0-54 G-28 9-61 9-74 9-79 10-00 per cent. 

Hence, the finer the grain-size, the faster the dehydration at the lower temp. The 
powder dehydrated at 354°, took up only 0*04 when exposed to a humid atmosphere. 
There is a sharp change in the optical properties of the sample heated to 250°. The 
sp. gr. rose from 4*193 to 4*318. C. F. Cross found that monohydrated ferric oxide, 
obtained by drying at 100° the ordinary precipitate, when exposed to a sat. atmo- 



Fig. 543.—^Dehydration and 
Re-hydration Curves of 
Goethite. 



IRON 


883 


sphere at 18®, gradually absorbs moisture, forming in about 67 hrs. a mixture eq. 
to Fe 203 . 3 H 20 , and in 192 days, one eq. to Feo 03 . 11 H 20 . The daily fluctuations 
of temp, gave variable results for the composition of the hydrated oxide. Observa¬ 
tions were made by L. Hackspill and E. Stempfel, and P. A. Thiessen and R. Koppen. 

E. S. Larsen gave for the indices of refraction of the rhombic crystals, a -2-21, 
and j3=y=2*33 to 2*35 for Li-light. E. Posnjak and H. E. Merwin gave a=2-26, 
j3=2‘394, and y=2*400 for rhombic goethite ; and said with respect to fibrous 
goethite, that aggregates of thin blades and fibres, sub-parallel with respect to the 
c-axis, vary considerably physically and chemically. They usually appear micro¬ 
scopically homogeneous, but their refractive indices are low; they contain water, sihea, 
etc., as impurities, and they show confused interference figures ; they are uniaxial 
at shorter wave-lengths than is the case with goethite, owing to lack of parallel 
orientation with respect to the a and h axes. If the fibres or blades, elongated 
parallel to c, are fine—below 0-5/x in diameter—they can be packed without pore- 
space and with random orientation with respect to a and 6, then slices of the 
apparently parallel-fibrous aggregates would have a maximum refractive index, 
parallel to the elongation, equal to 2-40, and a minimum, throughout the plane 
perpendicular to the elongation, equal to 2*33. Absorption would be slightly greater 
in the direction of the elongation. If instead of the random orientation, there is a 
tendency towards parallelism, there will be for any bundle of fibres considered as 
a unit, three principal refractive indices, namely, y—2*40, j3 variable between 2*40 
and 2-33, and a variable between 2*26 and 2*33. Observations were also made by 

E. Palla, A. Michel-Levy and A. Lacroix, and G. Cesaro and A, Abraham. 

F. Beijerinck found that goethite is a non-conductor of electricity. T. W. Case 
observed no change in the resistance of goethite on exposure to light. W. H. Albrecht 
found the magnetic susceptibility of artificial goethite to be 40x10 “® mass unit; 
J. Huggett and G. Chaudron studied the magnetic properties. E. F. Herroun 
and E. Wilson gave 28*5x10”®, and added that the susceptibility of a-Fe 203 .H 20 
does not change when it is heated. According to J. Huggett and G. Chaudron, 
goethite is paramagnetic, but it becomes ferromagnetic when heated in air at 360^. 
The magnetizability increases in vacuo ow’^ing to the removal of water, and at 570® 
it diminishes further. Goethite dehydrated in vacuo at ()00® behaves like magnetite. 
Lepidocrocite, and rust conduct themselves similarly. G. F. Hiittig and H. Kittel 
studied the subject. G. Grenet gave 360x10“® for the coeff. of magnetization of 
goethite, S, Berkman and H. Zocher studied the magnetic properties of FeO(OH). 

G. F. Hiittig and H. Kittel found the magnetic susceptibility to vary from 30*7 x 10~® 
to 43*7 X 10“® mass unit according to the mode of preparation —vide supray feme 
oxide. G. Chaudron studied the magnetization curve of goethite ; and lepidocrocite, 
heated in air. There is the magnetic transformation of magnetite at 570®, and an 
anomaly with ferric oxide at 660®. Goethite dissolves slowly and completely in 
cone, hydrochloric acid, but more easily in nitric acid. A residue of insoluble 
silica may appear. 

G. F. Hiittig and H. Garside examined the hydrogel and found that when freshly- 
prepared it is amorphous, and that most of the water is united chemically with the 
ferric oxide, possibly as Fe(OH )3 or Fe( 0 H) 3 .H. 20 , but a certain proportion of water 
in the colloid is mobile. If dehydrated to Fe 203 .H 20 , it is prol)ai)le that water is 
all chemically united with the ferric oxide, and it cannot be removed without the 
application of heat. The heat transforms a part of the substance into crystalline 
ferric oxide. During ageing, the hydrogel becomes less active chemicall}', and the 
sp. ht. changes. The end-product of the ageing is Fe20;}.H20, or crystalline ferric 
oxide associated with water not chemically bonded. The stable form between 77® 
and 228® is goethite, and above 228®, crystalline ferric oxide associated with water 
not chemically combined. In ageing, part of the amorphous hydrogel forms 
crystalline ferric oxide, and a part forms goethite. The X-radiograms show that the 
space-lattice of the unstable ferric oxide associated with the water is expanded, but 
Incomes normal when it passes into the stable form. The sp. ht., Table XC, 
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uad the vap. press, of the unaged hydrogel is less, and y j j ^ / 

decomposition of hydrogen dioxide is greater, then that of the aged y^gel. 
S, Loebmann discussed the mechanical coagulation of goethite sols. . . yon 

Weimam and T. Hagiwara found that goethite can be transformed into haematite 
by mechanical disintegration. 


Table XC.-~ Specific Heat of Hydiiatkd Ferkic Oxide, Fe^Oa.nHjiO. 


Sample 

Age 

in 

days 

n 

Tciiii). 

Moan sp. 
ht. 

Mol. 

ht. 

Deviation 
from sum 
of mol. hts. 

Apparent 
heat 
capacity 
of water 

Apparent 
mol. ht. 
of water 

Apparent 
mol. ht. 
of ferric 
oxide 

' 

2 

3 791 

3*85°-57*6° 

0*3818 

87*02 

6*893 

61-36 

16-18 

18-77 

1 

U 

3*721 

2 * 8 ° -36*8° 

0*3780 

85*68 

-6*97 

60*00 

16 13 

18*70 

-^1 j 

1 36 

3*721 

3*7° -48 3° 

0*3758 

86*18 

-7*47 

69*50 

16 99 

18*20 


' 80 

3*721 

3*9° -62*1° 

0*3659 

82*93 

~9*72 

67-25 

16 38 

16-96 

( 

2 

. 2*086 

4*2° -82*2° 

0*3006 

69-28 

-3 93 

33-00 

16*11 

21-76 


23 

2*247 

4*2° -73*3° 

0-3062 

61*28 

-4*84 

35*60 

16*84 

20*84 

Aa j 

41 

2 247 

4*6° -81*5° 

0*3010 

60*24 

- 6*88 

34*56 

15*38 

19*80 

( 

78 

2*247 

4 0° -71-9° 

0*2909 

58-22 

-7*90 

32*78 

14-69 

17*78 


3 

1*2096 

4-2° - 8 r.- 2 ° 

0-2401 

43*56 

-3*899 

17*87 

14*78 

21*78 

1 

14 

1*233 

3-7° -85-6° 1 

0-2340 

42*56 

-3 31 

16*88 

13*69 

20*36 

As j 

36 1 

1*233 

3-7° -85-7° i 

0-2415 1 

43*94 

-1*93 

18 27 1 

14*81 

21-76 

* 

79 1 

1-233 

3-56“-82-4° 1 

0-2403 1 

43*70 

-2*166 

18*03 1 

14*62 

21*61 

~ 

1 3 

0*2667 

3-55°-83-9° 1 

0*1837 , 

30*87 

-fO-39 

i 6*19 i 

19*46 

i 26*07 

1 

1 21 

0*237 1 

3-5° -85-2° 1 

0*1842 1 

30*20 , 

-f0*25 

4*62 ' 

19*07 1 

25*93 

A 4 j 
* 

1 40 

0*237 ' 

3 . 7 ° _90-4° I 

0*1855 ' 

30*41 , 

+ 0*46 

4*73 1 

19*96 1 

26*14 


; 70 

0*237 

3-7° -89-1° 1 

0*1856 

30*43 1 

+ 0*48 

4*76 

20*04 1 

26*16 


I — 

1*00 

5*4° -92*7° 1 

0*2040 , 

36*40 j 

-7*30 

10*72 . 

10*72 1 

18*40 

Cl 

1 2 

0*872 

3*3° -90*2° 1 

0 2155 1 

37*80 1 

-3*57 

12*12 

13*90 j 

22*11 

C, 

2 

0*6269 

3*5° -89*4° 1 

0*2047 , 

35*00 

-1*96 

932 

14*87 1 

23*78 

Cs 

36 

0*1442 

3*7° -97*0° 

0*1795 

29*13 1 

-0*77 

1*82 

12*62 1 

26*64 

C 4 

? 

0*0858 

3*2° -87*8° 

0*1707 

27 52 1 

+0-30 

1-84 , 

21*44 

25*98 


I I i 


Ai is the hydrogel Fo204.3-721H20; A, is tho same preparation dried at 30° for 
5 hrs.—^Fe20,.2-247H20; A3, the same dried another 6 hrs. at 30°—Fe30ar233Hg0 ; 
A4, is A3 dried over phosphorus pontoxide at 40°—Fo2Oj.0'237H|O. Bj is goethite from 
Bohemia; Cj is ferric oxide dried in air at 60°, and G*, C*, and C4 are preparations 
dehydrated in vacuo at 200'' over phosphorus pentoxido ; and n, rnols. of HjO. 

A. Lacroix ® stated that the optical properties of the reddish, scaly crystals of 
rubinglimmer and lepidocrocite-^’idc supra —show that they should he classed 
together as one mineral species, but are separated from goethite, with which they 
had previously been regarded as .similar. J. SaraojlolT, and P. A. Schemjatschensky 
reported crystals of a mineral optically similar to lepidocrocite, but containing more 
water than goethite, and he called the mineral bydrogoethite. The mineral was 
found associated with limonite near Lipetzk, and Dankoff, Government Tula, 
Russia. The mineral is sometines regarded as the y-goethite. F. Jj. Hahn and 
M. Hertrich obtained it by boiling a neutral or feebly acidic soln. of a ferrous salt 
with sodium thiosulphate and iodate ; or a ferric salt soln. with sodium thiosulphate. 
The reaction was studied by A. Stock and C. Massaciu. V. Rodt, and W. Mecklen¬ 
burg and V. Rodt obtained it by exposing ferric sulphide, in the presence of alkalies, 
to air ; and W. H. Albrecht, by oxidizing a soln. of ferrous chloride in the presence 
of pyridine. J. Huggett obtained lepidocrocite by the prolonged immersion of 
iron in aerated water. 

The analyses of J. Samojloff, P. A. Schemjatschensky, and K. A. Nenadkewitsch 
correspond with 3 Fe 203 . 4 H 20 . N. S. Kumakoff and E. J. Rode found 10*89 to 
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11‘22 per cent. H 2 O in the samples they analyzed. The analyses of E. Posnjak 
and H. E. Merwin closely approximate to Fe 203 .H 20 , so that the composition is 
taken to be the same as that of goethite. The colour and streak are brick-red, or 
orange-red. The pleochroisrn in thicker grains shows a—clear yellow, p=^dark 
reddish-orange, and )/=a darker reddish-orange; in thinner grains, a is nearly 
colourless or slightly yellow, j3 and y are orange to yellow according to the thickness. 
K. Willmann also discussed the colour and pleochroisrn of the mineral. The 
mineral forms red or orange-red, micaceous or scaly crystals on goethite ; and it 
also occurs in bladed, fibrous, or scaly aggregates. The crystals are rhombic, and, 
according to E. Posnjak and H. E. Merwin, and G. Cesaro and A. Abraham, the 
axial ratios are a:h: c=0‘43 : 1: 0*64 —vide supra, y-goethite. J. Bohm found 
that the X-radiograms agreed better with halving the values for the a- and c-axis, 
thus making a:b : c=0*308: 1 : 0-246, and a sp. gr. of 3*97. The dimensions of 
the elementary lattice are a—3*85 A., 5—12-5 A., and c-~3 07 A. The (010)-cleavage 
is perfect, and the (OOl)-cleavage is not so good. The optic axial angle 2F—83°, 
and the axial dispersion is slight. The optical character is negative. P. Gaubert 
found that goethite and lepidocrocite behave differently in the variation of the 
dispersion of their optical axes with temp. P. A. Schemjatschensky gave 3-53 
for the sp. gr., and J. Samojloff, 3-73. N. S. Kurnakoff and E. J. Rode found the 
sp. gr. to be between 3*88 and 3-95. E. Posnjak and H. E Merwin gave 3-841 to 
3-854 for the sp. gr. at 25°/25°, and when corrected for the contained siderite, 
silica, and manganite, 4-07 to 4-12 at 25725°. The sp. gr. is therefore smaller than 
that of goethite. The hardness is 4. The heating curve closely resembles that of 
goethite, and similarly also with the dehydration curve. The y-monohydrate is 
not altered when it is heated in a sealed tube wnth water at K)0'^. The indices of 
refraction are, a=T94, )3=2-20, and y—2-51. Hence, although the chemical com¬ 
position of lepidocrocite is the same as that of goethite, the crystallogra])hic con¬ 
stants, the sp. gr., and the refractive index of the crystals are quite distinct. 
Consequently, monohydrated ferric oxide is dimorphous, and the two forms are 
represented by goethite and lepidocrocite ; while hydrogoethite is a variety of 
lepidocrocite. According to W. H. Albrecht and co-workers, and 0. Baudisch 
and W. H. Albrecht, the magnetic properties of artificial specimens of the hydrated 
ferric oxide show a distinct change with the age of the specimen, whereas determina¬ 
tions of the water-content and the X-radiograms indicate .stability. Ageing imder 
water causes a diminution of the susceptibility of both hydrates, whereas desic¬ 
cation at 100° in a current of air dimini.shes the susceptibility of the a-hydrate 
but increases greatly that of the y-hydrate. The natural or s^mthetic a-hydrate 
is more stable than the y-hydrate ; dehydration of the a-hydrate affords the 
a-oxide, whereas the y-hydrate gives the y-oxide which passes at a higher temp, 
into the a-oxide. W. H. Albrecht observed that the preparation obtained 
from the ferrous salt soln. had a magnetic susceptibility between 37x10“^ and 
7txl0“" ; E. ¥ Herroun and E, Wilson gave 42xl6~®. When heated, the 
susceptibility rises rapidly to 39,500xl0“7 aiid then falk again. For J. Iluggett 
and G. Chaudroii’s observations, vide goethite. 

In the first century of our era, Dioscorides, in his /7ept vXrjs spoke of 

the axierrog Xidog, and Pliny, in his Historia naturalis, of the schistos ; and 
G. Agricola,^ J. G. Wallcrius, and A. Cronstedt regarded these minerals as 
equivalent to the red iron ore, or Glaskopf —that is, with black, brown, or red 
hmmatiles hemisphariais. This subject was discussed in connection with hoematite 
or ferric oxide. The or ochres, mentioned in the Uepi Xidwv of Theophrastus 
about 315 B.C., is represented by the ochra miiva or the Bergged of G. Agricola ; 
the ochra nativay the Berggelb, and the yellow ochre of C. Gesner ; and the ochriger 
Brauneisenstein of A. G. Werner, and D. L. G. Karsten. J. G. Wallerius, 
A. G. Werner, R. Hermann, L. A. Emmerling, and A. Breithaupt co-ordinated with 
the iron ores— Brauneisenstein, and Raseneisenstein —various earths including 
mivera Jerri suhaquosay minera ferri hicuotris, and minera Jerri palustris, as 
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well as brmvn wonstone, hroim hctmalite, brown ochre, marsh ore, bog ore, meadow 
ore, etc., and Sumpferz, Modererz, Pfennigerz, Morasierz, Wtesenerz, etc. 
J. S. Kennedy objects to the use of the term brown haematite ” for limonite. 
J. F. L. Hausmann included in the term Brauneisenstein various iron ores: Rubin- 
glimmer, or ruby mica, ledpidocrocit-e, and Sarnmetblende; drossy, compact, and 
ochreous iron ores ; Pecheisenstein or Eisenpecherz ; Glanzeisensiein ; Hyposiderite ; 
Quellerz ; Gelheisenstein, etc., mentioned by C. K. StifEt, J. Brunner, J. L. Jordan, 
and J. C. Ullmann. The yellow, waxy, pitch-like ore was called by J. C. Ullmann 
stilpnosiderite—from cmArrvog, shining?; and alS'qpos, iron—only in very exceptional 
ca.ses can this be regarded as a shining ore; and D. L. G. Karsten, and 
M. H. Klaproth, plttizile —from mrrt^a) or maoU^o), waxy ; but J. F. L. Hausmann’s 
term limonite—from Ac/xdiv, a meadow—is usually employed for Eisenoxydhydrat 
mit dem Minimum des Wassers. F. S. Beudant em})loyed the term “ limonite in a 
more general sense than the “ yellow bog ore ' of J. F. ]j. Hausmann. A. Breithaupt, 
F. von Kobell, C. C. von Leonhard, and E. F. Glocker made observations on this 
subject. The early analyses reported by J. F. d'Aubuisson de Voisins, R. J. Haiiy, 
J. F. L. Hausmann, J. C. Ullmann, J. L. Proust, and M. H. Klaproth showed that 
the varieties of yellow bog ore had a composition ranging from 2 Fe 203 . 3 H 20 to 
Fe 203 . 2 H 20 ; while It. Hermann’s Quellerz was represented by Fe 203 . 3 H 20 , and 
J. D. Dana a])plied the term limnite—from Xlfjvrj, a lake—to this earth, while 
2 Fe 203 . 3 H 20 was regarded as the composition of limonite, the term xanthosiderite 
— from ^avOo^, yellow ; iron—was a])}>lied by E, E. Schmid to the yellow 

ochreous, bog ore, or the Gelbawnstem of J. F. L. Hausmann, to which the formula 
Fe 203 . 2110^1 luid been assigned. This subject was discussed by G. Tschermak, 
J. Bohm, M. Bauer, and (\ Hintze. Th(‘ Hungarian laliphite of M. Ivanoff is, 
according to J. D. Dana, a mixture of limonite, manganese oxides, and silicates of 
calcium and zinc. 

J. 1). Dana said that limonite has various shades of brown, generally dark and 
dull, and that it sometimes has a black, varnish-like, or pitch-like exterior; and 
when earthy, it is brownish-yellow, or ochreous-yidlow. The streak is yellowish- 
brown. It does not occur crystalline, and commonly occurs in stalactitic, botryoidal, 
or mammillary forms liaving a fibrous or sub-fibrous structure ; it also occurs con¬ 
cretionary, massive, and earthy. The varieties are: (i) CWipoc/—with a sub- 
metallic or .silky lustre, often .stalactitic, botryoidal, etc. It includes brown Glmkopf. 
(ii) Ochreous —is brownish-yellow to buff-yellow and ruirthy ; and it often contains 
impurities like clay, sand, etc. (lii) Bog ore - from marshy places, is loo.se or porous 
in texture, and contains fo.ssilized leaves, A\ood, etc. (iv) Brown clay ironstone —in 
comjiact masses or concretionary nodules with a brownish-yellow streak different 
from the .streak of clay iron.^tone. Brown clay iron.stone may be {a) pisohtic, or in 
aggregate concretions the size of peas—ore or Bohnerz : and (b) oolitic. The 
brown limonite, found in Imxcmburg, Lorraine, and the Rhineland, consists of 
oolitic grain.s bound togetlier by a cement of chalk, clay, or silica. It is called 
minette. According to E. Scliroedter. W. Gdl, and H. Wandesleben, it is u.sed in 
the manufacture of basic steel Numerous analyses of limonite have been reported. 

For example, L. C. Beek, (’ Berp(‘iimnn, A. W. (1. HUnM-k, K. Hottger, (i. (’. du Bo^s, 
.4. Breithaupt, A. Briinlechner, (i. ,). Brush, (’. F. Bucholz, A. H. (^hurrh, F. Cohen, 

J. D. Dana, A. 8. Eakle, C\ F. Kn hleiter, J. Fyerinun, tJ, Kims ke and W. Kohk*r, K. Fluhr, 

B. B. von houllon, C. (Jaberf. ( W. von Gumbel, K. HatUs ('. von Jfauer, S. Haiightori, 
F. M. Beddle, Ii. Hermann, ') <’. Hopkins, T. S. JIunt, W. .lawornky, ('. von John, 

F. Katzer. W. Knaust, G. A. Kenngott, F. Kkakinann, F. von Kola 11, VV. Kohlrrmnn, 
F. Krets< })mer, A. ^croix, il l,.*itmeicr and M. (ioidhelilag, T. Liehisch, K. Mann.sHO, 
.4. Muller, J. L. Bhi]).son, J. .1. I'uhl, It. I’upofT, K. Posnjak and H. K Merwin, F. Prime, 
('. F. Kammelsberg, G. von Jt.itli, Jl. \V. Raymond, A. Sachs, J. Samojlofl, P. A. Si hem- 
jatschensky, K. K. Schmid, .1. P. Sihober, H. Sdionberg, A. von Sehrotler, H, Simons, 

K. G. Smith, J. L. Smith, J. W, K. Sochting, H. Struve, J. Thiel, (;. Tsdionnak, 
J. V. Idlrnami, N. Watitscli, F. Weltzicn, A. J. F. Wiegmann, T. Wiese, and S. Wittich and 
B. Neumann. N. S. Knrrmkoit and K, J. Bode found 10-85 to H)-58 jK;r cent, of H*0 in 
the samples they analyzed. 
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Many of the samples of limonite contain silica, according to F. Wohler, mainly 
as silicates, or clay ; others contain alumina as clay, bauxite, or laterite—a subject 
discussed by M. Bauer; phosphates, sulphates, and manganese compounds are 
commonly present; R. Bbttger, T. Bodemann, A. Muller, F. J. Otto, V. Merz, 

L. R. von Fellenberg, and T. L. Phipson found vanadium present in some of the 
limonit-es ; and W. N. Hartley and H. Ramage detected spectroscopically, sodium, 
potassium, rubidium, silver, copper, calcium, manganese, nickel, thallium, 
chromium, gallium and indium in tlilferent limonites. The ochres arc yellow earthy 
varieties of limonite contaminated with clay, etc. They were discussed by G. Gin, 

G. H. Hurst, A. Bouchonnet, ¥. Rose, A. G. Gentele, G. Zerr and R. Riibencamp, 
etc. Likewise also with the terra di siena, or the siennas, which derive their name 
from the Italian town of Sienna. The siennas are redder than the ochres, and they 
were discussed })y G. H. Hurst, F. Rose, A. G. Gentele, G. Zerr and R. Riibencamp, 
etc. Some of the rod earths are called bole, Indian red, Veveiian red, raddle, etc. 
The umbers are browner than either the ochres or the siennas. Their name is 
derived from Umbria, an Italian town now known as Spoleto. They were dis¬ 
cussed by G. H. Hurst, F. Rose, A. G. Gentele, G. Zerr and R. Riibencamp, etc. 
Some dark brands of umber are called Cassel brown, and Coloqne earth. 

Attem])tvS to find a formula for limonite gave F. von Kobell, E. Manasse, and 
F. S. Beudant hemitrihydrated lerric oxide, 2 Fe 203 . 3 HJo, or HeFe 409 , results 
commonly used to represent the composition of limonite. J. F. L. Hausmann said 
that J. L. Proust\s analysis agreed better with Fe 2 .O 3 . 2 H 2 O. E. Posnjak and 

H. E. Merwin found that when an allowance is made for impurities, and for capillary 
and adsorbed water, the comj) 0 .sition approximates closely to Fe. 2 O 3 .H 2 O ; and this 
agrees with F. V(jn Ko})eirs }iy])othe.sis, that limonite or 8 tilpnosiderit<' is ivahrschein- 
lich (iocthite rot innnrphcn Zustande. (\ Hintze also supported the h^’pothesis that 
limonite is colloidal monohydrated ferric oxide, or colloidal goethit^-nV/c infra. 
P. A. Thiess<*n and IL Kdjipen found that the dehydration curves agreed best with 
the assuni])tion that limonite is a hemihydrate, like goethite, but with adsorbed 
water. R. Gaubmt came to a similar conclusion in his study of the dispersion of 
the optic axes of the two minerals, and also of the action of hydrochloric and 
hydrofluoric acids on fibrillar limonite and goethite. 

There are iiumenms deposits of limonite and the hydrated ferric oxides being 
formed as dejio^its from spring waters, etc., at the present day. H. Leitmeier and 

M. Gold.scldag observed brown xanthosiderite on the walls of a mine in Payerbach, 
Austria, \Nhere, after two years’ exposure to the atmosphere, the colour darkened, 
and the structure became granular and crystalline. Thus, E. C. Lase ^ found a 
deposit being formed by the well water n^ar Lawrence close to the Kansas River. 
The cellular structure of the so-called hoiivoih limonite was discussed by F. P. Boswell 
and R. Blanchard. E. Lohen observed stilpnosiderite in the meteorite from 
Boaconsfield, Australia. G. Elirenberg noticed that yellow ochre or limonite 
contains extremely delicate branched thread.s indicating the jiresence in the original 
waters of an organized body containing an extremely large proportion of iron. 
J. C. Brown, I). Ellis, and H. Molisch have shown that the slimy streamers which 
develop in water conduit ])i})es, and on the walls and bottoms of shallow, water- 
storage reservoirs, are masses of hydrated ferric oxide whose existence is due to the 
activities of iron bactena- • TiCptothrix ochracoa, Gallionella ferruginea, Spirophyllum 
ferrugineum, Grenothrix }>olyspora. Cladothrix dichotoma, etc. The nodular 
excrescences, aitd tubercular incrustations found in iron pipes conveying water are 
due to the chemical action of dissolved carbon dioxide in the water, and the local 
enrichments of carbon dioxide facilitate the change of iron info soluble carbonate 
wliich is then oxidized to hydrated ferric oxide. The ferruginous incrustations 
found on the walls of iron conduit ])ipes (the walls, however, are not corroded) are 
considered to be the work of iron bacti*ria, assisted possibly by other organisms. 
The formation of sjioiigy iron in iron water-pipes is due to the attack of acids in 
the water, or soil, and not to iron bacteria. Thi.s subject has been discussed by 
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O, Asciiaii, J. M. van Bemmelen, A. Reythien and co-workers, 0. Casagrandi, 
N. Cholodny, F. Cohn, C. L. Dake, W. D. Francis, N. GaidukofI, J. W. Gruner, 
E. C. Harder, N. J. Harrar, W. H. Herdsmann, C. R. van Hise, K. Hdflich, 
A. Irving, D. D. Jackson, J. D. Kendall, J. Lafar, C. Mettenheimer, W. Migula, 
A. Molisch, E. M. Mumford, B. V. Pyaskovsky, E. Raumer, 0. Rossler, W. Rull- 
mann, C. Sauvageau and M. Radais, J. B. Schober, H. Schwers, H. C. Sorby, 
R. L. Starkey and H. 0. Halvorson, C. Tolomei, S. Winogradsky, C. Zapffe, and 
W. Zopf— vide supra, the corrosion of iron. J. W. Gruner summarized his 
conclusions on the action of humic acids as follows : 

Soln. from decaying plants dissolve all oxides and carbonates of iron, and most of the 
silicates, but do not seem to attack pyrite appreciably. The strengtli of such soln. is 
similar to that of cai'bonic acid. It is possible that carbonic acid is the chief acid of the 
so-called “ natural organic acids ” but the organic colloids in such solrn give special 
prop^'rties to them. One of the differences between natural organic soln. and carbonic 
acid is that the organic soln. reduce ferric iron compounds to soluble ferrous salts, while 
carbonic acid does not. 

The solvent action of carbonated waters was discussed by W. B. and R. E. Rogers, 
R. Muller, W. P. Headden, and J. W. Gruner —ride n^fra. 0. Schreiner and 
E. C. Shorey observed that: 

Hydroxy.acids of the fatty series are very widely distributed in the vegetable kingdom 
—malic, citric, tartaric, glycollic, lactic, butyric, formic, and acetic acids; there is no 
doubt that vegetable acids of this group are added to soils in largo quantities and become, 
temporarily at least, a part of the organic matter of the soil; 

while E. C. Harder stated that “ according to the extent to which organic acid.s are 
present, iron may be carried in soln. as salts of those acids. It is not impossible that 
such organic salts as iron formate, iron butyrate, iron lactate, or iron citrate may 
occur in iron-bearing waters.” The subject was investigated by N. J. Harrar. 

There are many and varied deposits of limonito in various parts of the world. 
The limonite is in all cases assumed to have been formed by the alteration of 
ferruginous minerals and rocks by exposure to air, moisture, etc. The subject was 
reviewed by F. W. Clarke,® C. Doelter, and F. Beyschlag and co-workers. Pseudo- 
morj3hs of limonite after copiapite, eerussite, and copper pyrites were mentioned 
by A. F. Rogers ; after anhydrite and diabantite, by B. V. Emerson ; and after 
marcasitc, by H. Laubmann, P. von Jeremejeff, P. N. Tsehirwinsky, II. B. North, 
N. Watist.sch, and L. Diirr. Outcrops of sulphide ores—c.//. pyrite or ehaleopyrite 
—are often altered to masses of porous limonite ; and pseudomorphs after pyiitc 
are very common— e.g. R. W. Raymond, etc. The gossan caps of limonite on sul¬ 
phide ores have also been formed by the oxidation and liydration of the mineral— 
vide tlie formation of manganese deposits, 12. 64, 2. E. Newton said that the 
manganiferous iron ores of Minnesota were partly formed by the leaching of 
femiginous limestone by alkaline soln. ; and the removal of iron by the leaching 
of iron silicate rocks was discussed by .1 \V. Gruner, T. S. Lovering, L. Cayeux, 
and R. A. F. Penrose ; while L. Dieulafait, J. P. Kimball, C. W. Hayes, C. W. Hayes 
and E. C. Eckel, 8 . W. McCallie, H. C. Sorby, G. Keller, and A. F. Foerste discussed 
the pseiidomorphous replacement of limestone by percolating soln. of iron salts, 
and the formation of residual limonite from ferruginous limestone by the simul¬ 
taneous oxidation of ferrous carbonate, and the dissolution of calcium carbonate. 
The formation of limonite from pyrite and marcasite has been described by 
G. Bisebof, P. Tsehirwinsky, M. Watanabe, E. Cohen, H. M. Chance, F. Cornu 
and H. Leitmeier, O. Miigge, A. Pelikan, and J. von Roth ; abd from siderite 
by G. Bisebof, K. von Biilow, E. Hatle, R. Helmhacker, and K. A. Redlich. 
E. \. shannon .said that the presence of chlorides promotes the formation of 
hydrated ferric oxide. 

Limonite may be found as a residual dej)osit where it was formed, and, according 
to C. K. Leith and W. J. Mead, J. F. Kemp, W. G. Miller, W. E. Pratt, G. 0. Smith 
and B. Willis, A. C. Spencer, and C. M. Weld, it may have been formed by processes 
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analogous to those concerned in the production of laterites— 5 . 33, 8. Limonite, 
like clays, may have been mechanically transported by streamlets from surrounding 
hills and deposited as bog ore in marshy places, and in pools where the velocity of 
the streamlet is sluggish, and the excess may be carried by rivers into the sea. The 
iron may also be transported in soln. dissolved as (i) hydrocarbonate in carbonated 
waters, (ii) as sulphate in water with acids derived from the oxidation of the sulphur 
in pyrites, or (iii) as a salt of an organic acid in peaty and other waters. It may have 
been deposited from such waters in the form of bog ore, or in stalactitic, tuberose, 
and other concretionary forms. Carbonated waters extract iron as ferrous hydro- 
carbonate from silicate rocks or from disseminated magnetite, and the soln. of the 
hydrocarbonate in carbonated waters, or the soln. of iron as sulphate from oxidized 
pyrites may deposit limonite when oxidized either by exposure to air, or, according 
to N. 8. Shaler, by contact with oxygen given off by the respiration of aquatic plants 
— €.g. bog ores are more abundant along the margins of swamps, and are often 
wanting at the centre. The decomposition of the soln. of ferrous hydrocarbonate 
may be facilitated or produced by iron-bacteria which adsorb iron and re-deposit 
it in the form of hydrated ferric oxide, as indicated by G. Tolomei, J. M. van 
Bemmelen, W. D. Francis, E. C. Harder, etc .—vide supra —and E. 8. Moore discussed 
the formation of bog ore by the action of alga? and lower plants on chalybeate 
waters. H. Molisch, for instance, found that under the influence of hght, there 
is a separation of hydrated ferric oxide from soln., and an evolution of oxygen. 
Sulphate soln. may oxidize on exposure to air to form hydrated ferric oxide, and 
sparingly soluble basic salts ; or they may precipitate the hydrate by contact 
with limestone or other carbonates, or phosphates, or with organic matter. In 
illustration of the solvent action of the organic acids in peaty and swamp waters, 
A. Kindler said : 

On tlie (loclivJties of Kand-fiillh planfod vith pine trees, and whoro springs, lying lower 
down, cause falls of eartli, dead roots which jjenetrato tlirough tlie ferruginous quartz 
sand absorb the rain-\\ater filtering through. A decomposition eommences, by which acids 
are formed, which are capable of dissolving large quantifies of ferrous or ferric oxide ; for 
in a few' months tlie sand becomes as w liite as if it had been treated with acid. The action 
of a root, two lines in thn kncss, extends to a distance of from one to two inches. This 
pljcnomciion also presents itself in w'oods and gardens, for decolorized sand is found every- 
w'here under rotting leaves. 

li. J. Hartman and R. M. Dickey discussed the formation of banded iron formations 
hy the diflusion of iron salts in silica gels. 

A. Daubriu* also observed this decolorization of ferruginous sands by roots. 
If a decaying root and quartz sand coloured with iron oxide be often moistened 
wdth water, the filtrate will be found to contain iron. When such soln. are oxidized, 
hydrated ferric oxiilo is de})osit.ed. As mentioned by G. Bischof, the rusty deposits 
about chalybeate springs, and the iridescent films of hydrated ferric oxide on the 
surface of marshes and swamp waters illustrate this reaction. This subject was 
discussed by J M, van Bemmelen, W. Spring, and 0. Aschan. W. H. Weed explained 
the formation of iron-sinter by an analogous process. When the waters deposit 
their ferruginous load where air has free access, limonite is formed, but if the 
deposition occurs in the presence of decaying organic matter and carbon dioxide, 
ferrous carbonate or sicierite may be deposited. Hence, also—as noticed by 
H. Taylor, R. Phillips, and P. Kremers—the presence of ferrous iron in ferruginous 
('lavs, and soils. 0. C. 8. Garter observed a ferruginized tree in whicli part of the 
wood was replaced by brown haematite. H. Hess found some stag antlers changed 
to iron ore in the bog-iron ore deposit of Posen. The cementing action of hydrated 
ferric oxide in rocks like sandstones was discussed by W. Spring. According 
to K. Endell, rust, or hydrated ferric oxide is found in meteorites penetrating into 
the iron mass in the form of a tube which exhibits a rhythmic structure. The 
formation is held to be due to the setting up of local electric currents when the 
mass is moist, whereby ferrous hydroxide is first formed ; this is oxidized, and 
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the ferric hydroxide is deposited. R. J. Hartman and R. M. Dickey discussed 
the rhythmic phenomenon in the iron ores of Lake Superior, 

The formation of limonite was also discussed by B. Aarnio, J. Ahlburg, J. P. Arend, 
O. Asehan, A. Bergeat and A. W. Stolzner, R. Blanchard and P. F. Boswell, A. W. G. Bleeck, 
R. A. Brauns, E. van den Broeck, A. Brongniart, K. von Biilow, J. M. Campbell, 
L. Caycux, C. L. Dake, A. Daiibrce, C. Deffner, E. Doll, CJ. Einecke and W.Kohler, A.Gartner, 
A.Gi-essIey, A. do Grossouvre, G. D. Hubbard, P. von Jerernejoff, F. Katzer, K. Koilhack, 
J. F. Kemp, A. Kindlor, J. Klhrding, P. Krusch, A. E. Kupffer, M. Lazarevic, C. K. Leith and 
W. J. Mead, A. Leppla, J, Levallois, A. Merle, W. (L Miller, E. S. Moore, M. Neumayr, 
J. S. Newberry, H. W. Nichols, W. E. Pratt, R. W. Raymond, G. Keinders, (L Schmidt, 
F. Senft, H. Sjogn n, G, O. Smith and B. Willis, A. C. Sjiencer, F. M. Stapff, M. Tecklenburg, 

E, Thirria, L. Tokody, P. von Tschirwinsky, A. Vicrsc'hilling, C. M. Weld, B. A. Wondeborn, 
and F. Zirkel. The formation of pisolitic ores was discussed by A. Bergeat and A. W. Stolzner, 

F. Beyschlag, M. Brauhauscr, C. Chelius, C. Deffner, R. Deikeskamp, B. Each, O. F*. Fraas, 
L. Hoffmann, E. Hollmann, F. Klocknmnn, W. Kuhn and W. Mc'igen, R. Lang, A. Moos, 
H. Miinhter, F. W. ITaff, 11. Simons, H. Stremme, H. Tasche, and F, W. V^oit ; and the 
formation of oolitic ores or miinette, by A. Bencke, L. Cayeux, F. Gaub, L. Hoffmann, 
J. M. Jegunoff, W. Kohimann, A. E. Kupffer, B. Popoff, H. SchneiderliOhn, C. H. Smyth, 
J, Thoreau, and L. van Werveke. 

The hemitrihydrated ferric oxide, 2Fe2O3.3H.2O, formerly supposed to represent 
the composition of limonite, was reported by J. J. Berzelius to be formed as 
troTJ-msL or crocus martis aperuivuSy when iron oxidizes in aerated water. J. Lefort 
obtained this hydrate by precipitating a hot soln. of a ferric salt wdth alkali-lye and 
drying the w^ashed ])roduct over sulphuric acid : L P. do St. Gilles used a(| ammonia 
as precipitant, and dried the product in vacuo. F. Muck said that the tritapnUa- 
kydratCy SFcoOn.bH.jO, is produced when a basic ferric sulphate is added to molten 
potassium hydroxide, and after a short time the product is cooled, washed with 
water, and dried at 100 \ 0. RutT obtained a similar hydrate by heating red, 

colloidal ferric oxide with water between 30 and 42-5°, and at 51KK) atm, ])ress. 
H. Wdlbling regarded O. Ruff's products as mixtures of anhydriih* and hydrate. 
From the preceding discussion, it follows that despite j)lausibie formuhe based on 
analyses, th(*re is nothing to show that a definite hydrate is formed as a chemical 
indiyidual, for the composition depends on the arbitrary conditions selected for the 
desicciition. G. C. Wittstein added that if the amor})hous hydrate be kept under 
water a couple of years it becomes crystalline. According to A. Krause, ferrous 
hydroxide precipitated from a soln. of ferrous sul[)hate by an ecjuimolar ([uantity 
of sodium hydroxide, yields on atm. oxidation, hydrated ferric oxide, but if the 
soda-lye is highly concentrated, the oxidized product always contain.s fe]Tr)us oxide, 
the highest ratio being FeO : Fe203—0*3: 1. As the ferrous oxid(‘ increases, the 
colour elianges from yellow to black, with a decrease in the water-content corre¬ 
sponding with a change from mc^('/ferrie hydroxidr to ferrous ferrite. The isoelectric 
point of the hydroxide with the composition a})proximately Fe203 2H2O, is nearly 
Ph“ 5*2. Confirmation of this hypothesis of ferrite formation is obtained by 
oxiibzing ferrous hydroxide in the j>resonee of magnesium hydroxid(‘, when 
magnesium ferrite is formed. The meta-form of ferric hydroxide differs from the 
browm ortho-form in having its isoelectric ])oint 7*7, its ease of jieptization, 
and its greater grain-.size. The ortho-form is les.‘> stable under water, where it 
gradually jiasscs to the meta-form. This change is much accelerated by the jiresence 
of OlP-ioris, and at the same time, tlie isoelectric point changes from pn to 7*7. 
The dried meta-oxide contains less water than the ortho-form, it is brownish- 
yellow instead of black, is more friable, and adlieres more firmly to glass. The 
meta-oxido can be readily peptized bv either dil. acid or ammonia, but not so with 
the ortho-oxide. 

The colour of limonite ranges from dark brown to light yellowish-brown, dark 
yellow, and ochre-yellow. A. Bergeat considered that the colour depends on the 
proportion of contained clay, and not on the propoitioiis of iron or manganese. He 
found with three ‘samples : 
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Dark chestnut-brown 
Chestnut-brown 
Ochre-brown 


Clay 

scarcely any 
a little 
much 


Fe per cent. Mn per cent, 
59*90 0*17 

67*61 0*11 

44*00 0*29 


W. D. Bancroft attributed the colour to adsorbed iron salts —vide supra. For 
R. Gaubert’s observations on the identity of fibrillar limonite with goethite, vide 
supra, goethite. J. Bohm examined the X-radiograms of xanthosiderite, limonite, 
and limnite. E. Wedekind and W. Albrecht noted the appearance of interference 
lines in the X-radiograms during the ageing of the gels. J. W. E. Sochting gave 
3*40 to 4*17 for the specific gravity of limonite ; C. Bergemann, 3*908 ; E. Posnjak 
and H. E. Merwin, 3*841 to 4*172 at 25'^/25‘^; and when an allowance is made for 
the contained sideriU^ manganite, and silica, 4*30 to 4*34 at 25'"/25°. N. 8. KurnakofE 
and E. J. Rode found the sp. gr. to range from 2*7 to 4*01. Brown compact limonite 
has a hardness of about 5, and when freshly dug, sometimes over 5 ; but the hiirdness 
of other kinds ranges from 1 to 5. F. D. Adams found a cubic pseudomorph of 
limonite after pyrite was crushed to powder under a compression of 43,000 lbs. 
applied in 17 mins., without showing signs of plastic deformetion. J. Joly found 
the mean specific heat of limonite to be 0*2263 between 13*3° and 100° ; and of 
limonite pseudornorphous after pyrite, 0*2215 between 13*6° and 1(X)°. The values 
calculated by the additive rule are respectively 0*22632 and 0*22155. R. Ulrich 
gave 0*2235 for the sp. ht. between 17° and 98°. E. Posnjak and H. E. Merwin 
found that the heating curves of limonite may show a slight thermal effect at about 
1(X)°, N. S. Kurnakoff and E. J, Rode's olxservations on this subject have been 
discussed in (*onnection with turgite {q.v.). H. W. Fischer found that the dehydra¬ 
tion curves of limonite show that water is lost rapidly below 1(KJ°, then sparingly, 
though contiiuiously, up to 165°, and beyond that temp, the loss is very large, and 
is accompanied by a change in colour from yellow to red. He said that this 
behaviour is characteristic of that of a colloidal hydrate, and a marked effect at 
about 300°. By measuring the loss of w^ater when specimens are kept at different 
temp, over 4 months, they obtained a curve very similar to that obtained with 
goethite. This, coupled with the sp. gr. data, etc,, favours the hypothesis that 
limonite is colloidal goethite or monohydrated ferric oxide. When bog-iron ore is 
heated to 325° to 400°, F. Muck, N. S, Kurnakoff and E. J. Rode, etc., found that a 
calore.scence occurs —vide supra, h.Tmatite. The subject was .studied by R. Gaubert. 
E. Fosnjak and IT. E. Merwin found that limonite contains layers, .splinters, fila- 
ment.s, or other portions with a refractive index 1*99 to 2 07 ; and in some cases 
with a red material having a refractive index of 2*2 to 2*3 resembling turgite, and 
in other cases ha^ing a refractive index of 2*4 and a strong double refraction like 
turgite. A. Pelikan gave y~a=^0*048 for the double refraction. As a result of 
their examination of various limonites, E. Posnjak and H. E. Merwin said : When 
monohydrated ferric oxide is ])reeipitatod and hardened under natural conditions 
which do not jicrmit definite crystallization, a iiorous mass is formed containing 
considerable exee.ss of water, besides other imjuirities. So indefinite is the material 
that it cannot be characterized very sati-^factorily. Its colour in fine powder is 
scarcely distinguishable from that of fibrous goethite. Although often occurring 
in compact layered or botryoidal forms, it does not possess decided fibrous fracture. 
The earthy varieties consist of minute, loosely agglomerated spheroidal grains. 
Air-dried material posst\s>es some p()r(‘s of such size that, although microscopically 
invisible, they readily fill with such liijuids as are U'-cd to immerse the grain> for 
microscopic study. Tims, refractive index determinations cannot i>e definitely 
interpreted ; air-dried material does have oli'^ervod apparent refractive indices 
within the rather narro\N limits of about 2*00 to 2*10 when saturated with a liquid 
of corresponding refractive index. Such material here regarded as limonite. 
Double refraction is common in such material, usually it is indefinite and not strong, 
but occasionally it reaches 0*01 and is almost as definite as in fibrous goethites. For 
example, in the cylindrical crusts around stalactites and in the spheroidal grains, 
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the ray vibrating along the radius is not strongly refracted as in fibrous goethite. 
In rare cases a decided tendency for minute fragments to be splintery makes this 
material look somewhat like fibrous goethite. E. Puseddu and A. Marini found 
that limonite from Bena de Padru, Sardinia, contains radioactive impurities. 
F. Beijerinck observed that the electrical conductivity is negligible. R. D. Harvey 
studied the subject. T. W. Case observed no change in its resistance on exposure 
to light. E. E. Fairbanks found the dielectric cons^t to be 9*9 to 15. H. B. Kos- 
mann observed that the limonite from Harteberg, Silesia, is magnetic. F. Stutzer 
and co-workers gave 222 X 10“® for the coeff. of magnetization of limonite; and 
Q. Grenet obtained values ranging from 27 xlO—® to 160x 10“®. A. Abt observed 
that a sample of limonite shows scarcely any magnetic moment. For the magnetic 
susceptibility, vide infra, the trihydratc. The magnetic separation of limonite was 
discussed by C. Jones, W. B. Phillips, and H. A. J. Wilkens and H. B. C. Nitze. 
A. Quartaroli prepared a magnetic variety— vide supra, magnetic ferric axide. 

According to L. P. de St. Gilles, the hydrated ferric oxide dissolves in acetic acid. 
The presence of a little ammonia hinders the dissolution. F. Cornu found that 
limonite may exhibit a strong acidic reaction, possibly owing to the presence of basic 
sulphates—^which E. Cohen found in limonites derived from pyrite. Limonite is 
soluble in hydrochloric acid, and it may leave behind a siliceous skeleton—the 
silica in limonite was discussed by F. AVohler, J. F. L. Hausmann, C. H. Smyth, 
F. M. Stapff, and L. van Werveke. The action of hydrofluoric acid and of hydro¬ 
chloric acid was studied by R. Gaiibert; of hydrogen sulphide, by M. Mainz and 
M. Miihlendyck ; and the reducing action of methane, by 0. Meyer and W. Eilender. 

J. F. L. Hausmann found silky needles of hydrated ferric oxide associated 
with the manganese ores at Ilmenaii, and elsewhere. It was called JUUithosiderite 
—vide supra —by E. E. Schmid. It forms golden-yellow needles or fibres which 
may also appear brown or brownish-red. As an ochreous earth it is different shades 
of brown or brownish-red. The needles may occur in radiating or concentric 
aggregates. Xanthosiderite may have a silky, greasy, pitch-like, or an earthy 
lustre ; and the streak is ochreous yellow, or pale brown to dark brown. Analyses 
were reported by J. F. L. Hausmann, E. E. Schmid, C. F. Ramrnelsberg, and 
S. Haughton, and as a result it came to be regarded as dihydratcd ferric OXide, 
Fe 203 . 2 H 20 , or, with less justification, Fe20(0H)4. J. L. Proust’s analysis of a 
substance like limonite agreed with the dihydrate formula. N. S. Kurnakoff and 
E. J. Rode found 11*84 to 13*83 per cent, of water. Samples examined by 
E. Posnjak and H. E. Merwin had 9*92 to 10*22 per cent, water, and then had more 
the character and composition of goethite. J. Lefort said that dihydratcd ferric 
oxide is produced when it is precipitated from a cold soln. of a ferric salt by cold 
alkali-lye, and dried over sulphuric acid; and F. Weltzien, by mixing a soln. of 
ferrous sulphate with potash-lye, and then with an excess of hydrogen dioxide, and 
drying the product at 100°. E. Brescius found that when the precipitate obtained 
by adding ammonia to ferric chlonde is washed and dried over sulphuric acid, 
for 3 months, it contains 13*6 per cent, of water ; while if the preci])itate be 
washed with alcohol and then with ether, and dried for 2 months under the same 
conditions, its composition corresponds with the dihydrate Fe 203 . 2 H 20 , which loses 
half its water at lOTl^ For D. Tommasi's observations on the a- and /3-dihydrates, 
vide supra. A. Vesterberg obtained the dihydrated oxide, pseudomorphous after 
ferric sulphate, by adding reduced iron powder to hot, dil. sulphuric acid (1 : 1), and 
heating the mixture until the acid begins to fume and the iron is tran,sformed into 
a faintly red, ciystalline powder of ferric sulphate. The acid is poured off as com¬ 
pletely as possible and the crystals, without being washed, are placed iik water 
a,nd shaken with a soln. of sodium hy^droxide (1: 2), The copper-coloured, crystal¬ 
line meal is finally washed with hot water and dried at the ordinary temp. The 
substance forms six- or eight-sided, isotropic plates, has a yellowish-brown or 
reddish-brown colour, and is very friable. The sp. gr. of xanthosiderite, reported 
by N. 8. Kurnakoff and E. J. Rode, is 3*76 ; A. Vesterberg g^e 3-234 at 15^ 
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E. E. Schinid gave 2*5 for the hardness. A. Vesterberg’s product passed into the 
monohydrate in a desiccator, and lost more water at 100^, J. Lefort’s product 
also lost water at 75°. E. Posnjak and H. E. Merwin obtained a dehydration curve 
very like that obtained for goethite (q.v.). H. W. Fischer discussed this subject; and 
N. 8 . Kurnakoff and E. J. Rode’s observations are also indicated in connection with 
goethite. It is supposed that a colloidal y-soUd soln. of xanthosiderite and water 
decomposes at 120°-150°, forming the j 8 -solid soln. of goethite and water ; and that 
this, at about 200°, forms the a-solid soln. of hsematite and water. F. Muck said 
that the dihydrate does not show a calorescence when heated. E. Posnjak and 
H. E. Merwin’s samples of xanthosiderite had fibres with the index of refraction a 
near 2-27, p near 2-33, and y near 2*37, but all were variable. The yellow colour 
was attributed to the presence of minute pores and inclusions. A. Vesterberg said 
that the dihydrate dissolves rapidly in 20 per cent, hydrochloric acid. 

According to J. D. Dana,^^ the analyses of A. H. Church, R. Hermann, and 
C. J, B. Karsten of bog ore, the Quellerz of R. Hermann, and RasencisenerZf approxi¬ 
mate in composition to trihydrated ferric oxide, Fe 203 . 3 H 20 , and J. D. Dana 
called the earth linmite —from Xlixvrj, a marsh —vide supra. E. F. Glocker had 
previously proposed the term as a substitute for limonite. It occurs as an earthy, 
yellow ochre ; and in stalactites and tuberose forms resembling limonite. It is not 
regarded as a definite mineral species, but rather as a hydrated limonite; the 
hydrate is also designated ferric hydroxide, Fe(OH) 3 , but here again there is little 
evidence in favour of the assumption of a definite hydroxide in the chemical sense 
of the word. P. A. Thiessen and R. Koppen’s dehydration curves indicate that 
hmonite is goethite with absorbed water. G. C. Wittstein obtained what he 
regarded as this substance by adding ammonia to a soln. of ferric sulphate, and 
washing the product, and drying it &st at a gentle heat and then at 100°. The 
amorphous, yellow product, under freezing water, forms a granular, yellowish- 
brown powder which appears to consist of microscopic crystals. P. Fireman, and 
R. 8 . Penniman and N. M. Zoph observed the formation of a hydrated oxide with 
13-63 per cent, of water by passing air through a soln. of an iron salt in the presence 
of iron. J. Matuschek observed the formation of the hydrated oxide when soln. 
of potassium ferrocyanide are exposed to light. F. L. Hahn and M. Hertrich 
obtained the hydrated oxide in a heavy, powdery form which is easily filtered and 
washed, and which is free from basic salt, by warming on a water-bath a neutral 
Bobi. of a ferric salt—containing, say, 0-2 grm. Fe 203 per 400 c.c.—^with sodium 
thiosulphate imtil the soln. is colourless ; the soln. of ferrous salt is then warmed 
with a slight excess of potassium iodate : 2 Fe‘’+ 3 H 20 +I 03 '+ 4 S 203 ''= 2 Fe( 0 H)s 
-f I'-f 28403 ". H. V. Kohlschiitter studied the product obtained by the action of 
aq. ammonia on crystals of ferric sulphate. D. N. Ghosh observed the rhythmic 
precipitation of the hydroxide. N. J. Harrar and F. E. E. Germann studied the 
colours of soln. of ferric hydroxide in various acids; and G. G. Rao and N. R. Dhar, 
the catalytic action on the photo-synthesis of formaldehyde from alkaU hydro- 
carbonates. According to H. Molisch, hydrated ferric hydroxide is precipitated by 
the action of light on certain dil. soln, containing salts of iron ; for example, iron 
ammonium citrate ; whilst a soln. of ferrous sulphate and ferrous hydrogen car¬ 
bonate deposits ferric hydroxide on remaining even in the dark. J. Thomsen gave 
for the heat o! fonnatioxi (2Fe,30,3H20)=191:15 Cals.; and ( 2 Fe( 0 H) 2 , 0 ,H 20 ) 
-54-59 Cals. K. Inoue studied the heat of dehydration of bog-iron ore. 
K. Jelhnek and H. Gordon gave 10~38for the solubility product [Fe ’*][OH']3, and 
G. F. Hiittig and H. Kittel found that the magnetic susceptibihty varies with the 
mode of preparation. Samples with Fe 203 .nH 20 , with w—3-162, 2-434, and 1-699, 
had the respective values 105-4 X 10~®, 114-3x10“^, and 124-5x10“"® mass unit. 

Observations on the magnetic susceptibility were made by M. Faraday, 
C. B. Greiss, and A, Abt. E. F. Herroun and E. Wilson obtained for limonite 
31-6x10”“® mass unit; G. Wistrand, 123-8x10“® ; and F. Stutzer and co-workers, 
69-4 X 10“®. 8 . Veil found that the magnetic susceptibihty depends on the previous 
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states through which the material has passed, and the temp, to which it has been 
heated. W. Albrecht found that the magnetic susceptibility of the hydrated ferric 
oxides depends on the mode of preparation, etc.— e.g. dehydration in open or 
sealed tubes under water at 100 ®; interaction of iron pentacarbonyl and an alcoholic 
soln. of hydrogen dioxide ; adding anhydrous ferric sulphate, or ammonium ferric 
sulphate to 35 per cent, ammonia, etc. With hydrated oxides containing varying 
proportions of water, there is a maximum in the curve corresponding approximately 
with Feo 03 . 3 H 20 , but hydrates having almost identical proportions of water may 
differ greatly in their magnetic properties. P. Hausknecht found the susceptibility 
of the trihydrated oxide to be five times as great as that of the anhydrous oxide— 
vide supra, ferric oxide. 

J. W. Gruner observed that peat*water dissolved 14 parts of iron per million 
from limonite in 77 days, and 30 parts in 182 days. B. Aarnio found that hydrated 
ferric oxide precipitated by ammonia, and dried at 100 °, contains 10 per cent, of 
water, and has a hygroscopicity of 34 per cent.; when dried at 200°, the corre¬ 
sponding values are 1*5 and 42 per cent.; dried at 300°, respectively 1*0 and 29*6 
per cent.; and when dried at 700°, the hydrate becomes anhydrous, and loses its 
hygroscopicity. When various hydrated oxides are heated in chlorine to 900°, 
W. Kangro and R. Flugge found that 88 to 100 per cent, of the iron is removed as 
ferric chloride in about 150 mins. The trihydrated oxide readily dissolves in acids 
to form ferric salts. According to 0. Bodlander, the solubility of this hydrate in 
water is represented by 3 * 73 xlO-^^ gram-equivalent of Fe(OH )3 per litre; 

G. Almkvist gave 1*51 x 10 “^ grm. per litre for the solubility at 20 °; K. Jellinek and 

H. Gordon, 3xl0~^® mol per litre; and E. Muller, 1*35xlO^^ raol per litre. 

G. Bodlander represented the solubility product as [Fe“'][Oirp= 6 * 5 x 10“‘^7 on 
the assumption that the ionization is complete*. H. T. S. Britton said that the 
solubility product with very weak bases like hydrated ferric oxide, has probably 
very httle meaning. K. Jellinek and H. Gordon's value for the solubility product 
[Fe‘“][OH'P=10"”^"‘^. 0. Ruff and B, Hirsch’s value i.s 1*1 xlO"^^ ; and 

E. Muller’s 6*5 Xl0“^7, K. Jellinek and H. Gordon measured the H -ion cone, 
with the hydrogen electrode of soln. of ferric chloride, containing potassium chloride 
to coagulate the colloidal soln., to which varying amounts of sodium hydroxide had 
been added. H, T. S. Britton added that if it be assumed that in the titration 
the appearance of opalescence marked the point at which ferric hydroxide actually 
began to separate, and that the amount of free ferric ions was eq. to the remaining 
amount of alkali to be added to decom})ose the ferric chloride completely, the value 
for the solubility product becomes Thus, opalescence occurred on the 

addition of 39 c.c. of 0*10A-alkali; ph= 2*3. Hence, [OH']--lU~ii ® and [Fc”‘] 
= 10-2 3 — supra, hydrated ferric Oxide. P. P. von Weimarn estimated the 
solubility to be much less than that of hydrated alumina because of the concentra¬ 
tion of the soln. required for the separation of gelatinous precipitate. G. Almkvist 
gave for the solubility, 0*151 mgrm. of Fe(OH )3 p(*r litre at 20°— supra for the 
hydrosol. 

E. Reichardtand E. Blumtritt found that 100 grms. of air-dried hydrated ferric 
oxide absorbed 375 c.c. of gas from the air, and the gas contained 26 }>er cent, of 
N 2 , 4 per cent, of O 2 , and 90 per cent, of (’O 2 ; and A. von l)ohene< k found that 
hydrated ferric oxide absorbed 6-975 gnus of carbon dioxide at 0 ’, 5-702 grms. at 
10° ; 5*054 grms. at 20° ; and 4*274 grms. at 30^ L. P. de St. Gilles observed that 
when trihydrated ferric oxide is boiled with water for several hours, it gradually 
becomes brick-red, and passes into the monohydrated oxide. P. Nicolardot 
inquired why is hydrated ferric oxide not white when the normal ferric salts are 
white ? He found that by adding a freshly prepared, cone, of soln. of ferric salt 
to cooled, aq. ammonia, the hydrate obtained is white, but it rapidly turns brown, 
due, he supposed, to polymerization— vide supra. D. Tommasi and G. Pellizzari 
found that when hydrated ferric oxide is kept under water for a year, it loses its 
gelatinous structure, and changes in colour from brown to yellowish-red. About 
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30 per cent, passes into a modification insoluble in dil. acids, and about 0*3 per 
cent, is converted into a soluble modification identical with Graham’s colloidal 
hydrate. The change is very slightly, if at all, affected by light. For the solubiUty 
of limonite in various menstrua, vide supra, hydrated ferric oxide. 0. Meyer and 
W. Eilender discussed the reduction of limonite with methane. For W. von 
W. Scholten’s observations on the solid soln. of ferrous and ferric hydroxides, vide 
supra, ferric oxide. H. Handovsky found that ferric hydroxide, but not iron, 
ferrous sulphate, ferrosic oxide or the hydrosol of ferric oxide, acts catalytically in 
the oxidation of leucine. 

A mineral was obtained by L. J. Igelstrom from the Langban iron-mine in 
Sweden, and he called it pyiiaurite ; M. F. Heddle obtained a similar mineral from 
the serpentine of Haaf-Grunay, Scotland, and called it igelstrornite. The analysis 
by L. J. Igelstrom, M. F. Heddle, and G. Aminoff and B. Broome corresponds with 
magnesium ferric hydroxide, Fe(0H)3.3Mg(0H)2.3H20. It occurs in golden or 
silvery, six-sided plates, and with an obscure fibrous structure. G. Aminoff and 
B. Broome found that the crystals are of two types : (i) The six-sided plates have 
X-radiograms corresponding with a hexagonal cell having a—3*097 A., and 
c=:15*56 A., or a:c-=l : 5*024 ; and (ii) small rhombohedral crystals having a 
trigonal cell with a—3*089 A., and c—23*23 A., or a : c~l : 7*520. 

According to A. S. Eakle and W. T. Schaller,!^ a mineral occurs in Esmeralds Co., 
Nevada, and it was accordingly called esmeraldite. Its composition approximates 
tetrahydrated ferric oxide, Fe 203 . 4 H 20 , aft^er making due allowance for impurities. 
It occurs in the earthy limonite as pod-shaped masses of a coal-black colour ; bright, 
vitreous lustre ; and glassy fracture. The edges are translucent, and appear 
yellowish-red by transmitted light. The streak is yellowish-brown. The sp. gr. 
is 2*578 ; and the hardness of the brittle mineral is 2*5. W. Spring reported a 
tetrahydrate to be formed when the voluminous precipitate of hydrated oxide, 
obtained by adding ammonia to a dil, soln. of ferric sulphate or chloride, is allowed 
to dry in air. The black, vitreous mass appears red by transmitted light. Its 
sp. gr. is 2*430 at 15"'; it is not decomposed by press.; and it loses water in a 
desiccator. P, A. Thiessen and R. Koppen obtained the tetrahydrate by the slow 
hydrolysis of a boiling, dil. wsoln. of ferric ethylate in absolute alcohol. The crystals 
are probably cubic ; and the sp. gr. is 3*0 to 3*1. 

References, 

^ B. Aaruio, Xfues Jahrh. Min., i, 232, 1925; Geol. Koinmi^i. Finland Geetek, Medd., 25, 
1920 ; E. Abderhalden and J. Jleumann, Fermentforschung, 12. 572, 1931 ; A. Ackermann, KolL 
Zeii.,215. 270, 1921 ; W. Albrecht, Magnetochemische I’nttrsuchungfv, Bonn. 1927 ; G. Almkvist, 
Zeit.anorg. Chtvi., 108. 241, 1918 ; J. 8. Anderson, 88.191, 1914 ; E. Angele&en 

and G. Balanesen, Roll. Zcit., 47. 207, 1929 ; J. Attfield, Cham. Sen's, 17. 303, 1868; Pharm, 
Journ., (2), 10. 652, 1869 ; W. Bachmann, Zeit. anorg, Ckem., 79. 202, 1913 ; A. L. Baikofif, 
KolL Zrit., 2. 374, 1907 ; K. C. Bailey, Jonm. Ch*m. Soc., 2066, 1927 ; D. Balarew and 
S. Krastcw, Roll. Znt., 51. 328, 1930 ; P. Bary, Rev. Gen. Colloides, 6. 209, 1928 ; Jmirn. Chim, 
Phys.,2i5. 1, 1931 ; W. Bateman and A. B. Hoel, Jonrn. Amer. Ckem. Soc.,^. 2521, 1914; 
(). Baudisch and L. W. Hass, Per., 58. 2700, 1922; O. Baudisch and L. A. VV>lo, Joum, Bi6l» 
Chein.,5\. 753,1925 ; E. Baur and A. Rebmann, Hdvchca Chim.Arta, 5. 828, 1922 ; G. P. Baxter 
and R. A. Hubbard, Journ. Amer. Ckem. Soc., 28. 1208, 1906 ; H. Bi>oquerel, Compt. Rend., 17. 
7, 1843 ; 52. 1054, 1861 ; F. Hehrend, Zdt. prakt. Geol., 32. 86, 1924 ; E. Belloni, Arch. Pharm., 
210. 510, 1877 ; J. M. van Bcinmelen, Dte Absorption, Dresden, 70, 370, 1910 ; Arch. Nterl., 
(1), 15. 321, 1888: /?fr. 7"rar. (Vim. 7.106,1888 ; Z(it.anorg.Chtm.,5.A{Sl,i^\)2 ; 18. 

233, 1897 ; 20. 185, 1899 ; J. M. van Bemmelen and E. A. Klobbie, Joum. prakt. Chem., (2), 46. 
497, 1892 ; A. F. Benk)n, Journ. Aimr. Chnn. Soc., 34. 1682, 1912 ; S. Berkman and H. Zocher, 
Zeit. phys. Chem., 124. 323, 1926 ; E. lierl and F. van Taack, -4rr/i. Wdrmeu'irtschaft, 9. 169, 
1928 ; (i. Berndt, Ann. Physik, (4), 27. 726, 1908 ; Phys. Zeit., 9. 751, 1908 ; M. Berthelot, Ann, 
Chim. Phys., (5). 23. 121, 1881 ; (6), 26. 573. 1892 ; Bull. Soc. Chim., (2), 35. 362, 1881 ; CompL 
Rend., 92. 19, 1881 ; 112. 1344, 1891 ; P. Berthier, Chim. Phys,, (2), 60. 370, 1832; (3). 
7. 78, 1843 ; J. J. Beraelius, Lehrhuch dfr Chemk, Diesden, 2. i, 357, 1826 ; A. Bette, Liebig's 
Ann., S3. 136, 1840 ; E. Beutcl, Zeit. anorg. Chem., 78. 144, 1912 ; M. Biltz, Zeit. phys. Chem., 
126. 328, 343, 356, 1927 ; W. Bilte, Ber., 87. 3138, 1904 ; KolL Zeit,, 26. 179, 192(/; G. Bischof, 
SchweiggtFs Joum,, 57. 27, 1829 ; J. Bohm, KolL Zeit., 42. 276, 1927 ; RotUgetisgraphische 
Untersuchungen der mikrokristallinen Eiaenhydroxydminerale, Freiberg, 1928 ; Zeit. anorg, Chem,, 



896 


INOBGANIC AND THEORETICAL CHEMISTRY 


149. 210,1925; J. Bohm and H. Miclassen, ib., 132. 4,1924 ; H. Bolicnbach and E. Luchmann, 
t6., 60. 447, 1908 ; M. C. Boswell and J. V. Dickson, Joxiru. Amer. Chem. Soc., 40. 1793, 1918 ; 
A. Bouchonnet, Bull. Soc. Chim., (4), 9, 345, 1911; (4), 11. (1, 454, 1912 ; Contribution d Vitude 
desocres, Paris, 1913 ; A. Boutaric and M. Doladilhe, Compt. Rend.^ 191. 1008,1930 ; A. Boutaric 
and G. Perreau, Rev. Oin. Colloides, 6.1,1928 ; Journ. Pharm. Chim., (8), 8. 211,1928 ; R. Brad- 
field, Joum. Amer. Chem, Soc., 44. 965,1922; E. Broscius, Joum. prakt. Chem., (2), 8. 272,1871 ; 
Dingler's Joum., 192. 126, 1869 ; R. H. Brett, Med. Onz., 220, 1836; H. T. S. Britton, Journ. 
Chem. Soc., 127. 2148, 1925; W. Bruhns, Neves Jahrb. Min., ii, 63, 1889 ; G. Buchner, Arch. 
Pharm., 220. 426,1882 ; A. W. Bull and J. 11. Adams, Roll. Zeit., 25. 660, 1921; R. Bunsen and 
A. A. Berthold, Vas Eiscnoxydhydrat, tin Gegeugift des weissen Arscniks oder der arseni(j(m Sdure, 
Gottingen, 1834 ; J. B. Burt, Journ. Amer. Pharm. Assoc., 17. 650, 1928 ; H. Busch, Ueber die 
Adsorption von Mnngan-, Nickel-, Kobnlt- und Zink-ion an Ferrihydroxydgel in ammoniakalischer 
Losung, Worms a. Rhein, 1927 ; A. Bussy, Journ. prakt. Chem., (1), 17. 397,1839 ; Journ. Pharm. 
Chim., (2), 24. 609, 1838 ; G. Calcagni, Atti Arcad. Lined, (6), 22. ii, 168, 1913 ; F. K. Cameron 
and W. O. Robinson, Journ. phys. Chem., 12. 672, 1908; 13. 157, 1909; T. Carnelley and 
J. Walker, Joum. Chem. Soc., 58. 69, 1888 ; H. C. H. Carpenter, ib., 81. 1, 1902 ; R. M. Caven, 
Joum. Soc Chem. Ind., 15. 619, 1896 ; M. N. Chakravarti and N. R. Dhar, Roll. Zeit., 48. 384, 
1927 ; 45. 12, 1928 ; M. N. Chakravarti, S. Ghosh and N. R. Dhar, Joum. phys. Chem., 84. 326, 
1930 ; H. Chandra, Ueber die Perroferrioxyde und ihre Dtrivate, Berlin, 1913 ; K. Charitschkoff, 
Joum. Russ. Phys. Chem. Soc., 52. 91, 1920; A. Charriou, Journ. Chim. Phys., 23. 621, 673, 
1926; Compt. Rend., 178. 1360, 1921; 175. 693, 1922; A. C. Chatterji and N. R. Dhar, Zeit. 
anorg. Chem., 159. 186, 1927 ; J. K. Chowdhury and M. N. Pal, Joum. Indian Chem. Soc., 7. 
461, 1930 ; 0. T. Christensen, Journ. Prakt. Chem., (2), 35. 164, 1887 ; J. M. Clavera, Ann. Fis. 
Quim., 24. 168, 1926 ; P. de Clermont and J. Frommel, Ann. Chim. Phys., (6), 18. 202, 1879; 

J. A. Cranston and R. A. Brunett, Journ. Chem. Soc., 119. 2036, 1921 ; J. A. Cran8t<)n and 

R. 8. Hutton, ib., 121. 2843, 1922 ; 123.1318,1923 ; C. F. Ooss, Proc. Manchester Lit. Phil. Soc., 
17. 49, 1878; Joum. Chan. Soc., 85. 796, 1879; Chem. News, 87. 26, 1878; 44. 209, 1881 ; 
47. 239, 1883 ; L. J. Curiraan and A. D. St. Johns, Joum. Amer. Chem. Soc., 34. 1683, 1912; 
A. E. Davies, Journ, Chem. Soc., 19. 69,1866 ; E. Deiss and G. Schikorr, Zeit. anorg. Chem., 172. 
37, 1928 ; N. R. Dhar and D. N. Chakravarti, ib., 168. 214,1927 ; N. R. Dhar and A. C. Chatterji, 
KdU. Zeit., 37, 2, 1925 ; N. R. Dhar, G. Rao and A. Ram, Trans. Faraday Soc., 21. 545, 1931 ; 
N. R. Dhar, K, C. Sen and N. G, Chatterji, Roll. Zeit., 88. 30, 1923 ; E. Dittler, ib., 21. 27, 1917 ; 
F. Doerinckel, Zeit. anorg. Chem., 66. 24, 1910 ; 67. 161, 1910 ; W. R. Dunstan, H. A. D. Jowitt 
and E. Goulding, Joum. Chem. Soc., 87. 1664, 1905 ; J. M. Edcr and E. Valenta, Sitzber. Akad. 
Wien, 82. 614, 1880; Monatsh,, 1. 763, 1880; T. A. Edison, V.S. Pat. No. 1083356, 1911 ; 

D, Ellis, Iron ^cieria, London, 1919 ; H. R. Ellis and W. H. Collier, Chem. News, 97.121,1908 ; 

S. H. Emmens, ib., 67. 43, 1893 ; K, Endell and R. Ricke, Cenir. Min., 248, 1014 ; F. Ephraim, 
Zeit. anorg, Chem., 44. 199, 1906 ; 0. Erbacher and H. Kading, Zeit. phys. Chem., 149.439,1930 ; 

E. Erlenmeyer, Liebig's Ann., 194. 194, 1878 ; 0. Faust, Beitrag zvr Elektrochemie des Eisens, 
Gottingen, 1908; Zeit. Elektrochem., 18. 161, 1907 ; P. Fireman, Joum. Ind. Eng. Chem., 17. 
604, 1925; 18. 286, 1926; H. W. hischer, Pogg. Ann., 9. 266, 1827 ; Joum. Chim. Phys., 7. 
570, 1909 ; Untersuchungen Uber Metallhydroxide, Breslau, 1907 ; Roll. Zeit., 6. 143, 1909; 
Beitrdge Biol. Pfanz., 10. 133, 1911 ; Biochan. Zeit., 18. 58, 1900 ; 20. 143, 1909 ; 27. 223, 1910 ; 
Zeit. anorg. Chem.,^. 37, 1910 ; Rastner's Arch.,%. 346,1926 ; H. W. Fischer and E. Kuznitzky, 
Biochem. Zeit., 21. 311, 1910 ; K. Flerow, Roll. Zeit., 43. 84, 1927 ; H. W. Foote, Joum. Amer. 
Chem. Soc., 30. 1389, 1908 ; H. W. Foote and B. Saxton, ib., 38. 588, 1916 ; 89. 1103, 1917 ; 
A. G. Foster, Trans. Faraday Soc., 28. 645, 1932 ; H. Freundlich and G. Undau, Biochem. Zeit., 
202. 236, 1928; 208. 91, 1929; Roll. Zeit., 44. 198, 1928; H. Freundlich and W. Rawitzer, 
ib., 41. 102, 1927; Roll. Beihefte, 25. 231, 243, 1927 ; H. Freundlich, F. Rogowsky and 

K. Sollner, ib., 87. 223, 1933; Zeit. phys. Chem., 160. 469, 1932; H. Freundlich and A. Rosen- 
thal, ib., 121. 463, 1926; Kdl. Zeit., 37. 129, 1925; H. Freundlich and K. SoUner, lA, 44. 
309, 1928; 45. 348, 1928; R. Fricke, Zeit. Elektrochem., 30. 395, 1924; A. Frickhinger, 
Repert Pharm., (2), 41. 158, 1846; A. G4Iis, Ann, Chim. Phys., (3), 65. 222, 1862: M. Geloso, 
Compt. Rend., 174. 1629, 1922; 1). H. Ghosh, Journ. Indian Chem. Soc., 7. 509, 1930; L. P. de 
St. Gilles, Compt. Rend., 40. 1345, 1855; Ann. Chim. Phys., (3), 46. 47, 1866; G. A. Goyder, 
Chem. News, 69. 280, 1894; T. Graham, Phil. Trans., 161. 183, 1861 ; Proc. Roy. Soc., 11. 243, 
1862; Chem. News, 4. 86, 1861; Journ. Chem. Soc., 16. 216, 1862; Phil. Mag., (4), 23. 204, 
290, 368, 1862 ; G. Graue, RoU. Beihefte, 32. 403, 1931; D. P. Grettic and R. J. Williams, Joum. 
Amer. Chem. Soc., 60. 068, 1928; R. Griessbach and J. Eisele, U.S. Pat. No. 1776640, 1930; 
E. Grimaux, Compt. Rend.,98. 106,1434,1486,1884 ; G. Grube, Zeit. Elektrochem., 20. 340,1914 ; 
N. J. B. G. Guibourt, Ann. Chim. Phys., (2), 11. 43, 1818; Joum. Pharm. Chim., (2), 4. 241, 
1818; Journ. Chim. Med., 15. 305, 1839; Arch. Pharm., (2), 28. 69, 1840; A. Guyard, BuU. 
Soc. Chim., (2), 81. 437, 1879; F. Haber, Nalurwiss., 13. 1411, 1925; Ber., 2^. 2444, 1896; 
55. B, 1727, 1922; F. Haber and G. von Oordt, Zeit. anorg. Chem., 40. 467, 1904; F. L. Hahn 
and M. Hertrich, Ber., 56. B, 1731, 1923 ; 0. Hahn, NaXurwiss., 12. 1141, 1924 ; 0. Hahn and 
M. Biltz, Zeit. phys. Chem., 126. 344, 1927 ; 0. Hahn and G. Graue, Bodenstein's Festband, 608, 
1931; K. Hakozaki, RoU. Zeit., 39. 316, 1926; M. Hall, Quart. Joum. Science, 7. 56, 1819; 
V. H. E[all, Amer. Chem. Joum., 10. 512, 1897 ; W. Hampe, Untersuchungen fiber das Eisenoxyd- 
hydrate, B^lin, 1889; W. C. Hansen and L. T. Brownmiller, Amer. Journ. Science, (5), 16. 229, 
1928; W. B. Hardy, Joum. Physiol., 24. 176, 1899; H. J. Harrar, Econ. QeU., 24. 50, 1929; 



IRON 


897 


N. H. Hartshorne, Journ. Chcm. 8oc., 1759, 1927 ; O. Hauser, Bcr., 3b. 2707, 1905; 40. 1959, 
1907 ; J. Hausmann, Zeit. anory. Chem., 40. 125, 1904; J. A. Hedvall, Zeit. anorg. Chem.f 120. 
338, 1922 ; H. von Helmolt, ib., 3. 116, 1893 ; J. R. I. Heipburn, Mec. Trav. Chhn. Pays-Bas, 46. 
321, 1926; L. Herboth, Arch. Pfuinn.t (2), 264. 181, 1926; F. Herrmann, Ckem. Ind.^ 30. 153, 
1907 ; E. F. Horroun and E. Wilson, Proc. Phys. Soc., 41. 108, 1928 ; E. Heymann, Zeit. anorg, 
Chem.^ 207. 257, 1932 ; W. O. Hickok, Kcon. Geol., 26. 898, 1931 ; C. Hintze, HandbiLch der 
Mineralogte, Leipzig, 1. ii, 2008, 1915; S. Hilj^ert, Ber., 42. 2255, 1909; H. N. Holmes and 

O. J. B. Thor, Colloid Symposium Ann.^ 7. 213, 1929; E. S. Hopkins, Journ. Ind. Eng. Chern.^ 
21. 58, 1929 ; G. F. Hiittig and H. Garsidc, Zeit. anorg. Chem., 179. 49, 1929 ; G. F. Hiittig ami 
A. Zorner, ib., 184. 180, 1929; Zeit. Elektrochem., 36. 259, 1930 ; J. Huggett and G. Chaudron, 
Korrosion MetalLschutz, 6. 79, 1930 ; Compt. Re'nd., 186. 1618, 1928 ; F. Ibbotsonand H. Brearley, 
Chem. News, 81. 193, 1900; T. I to, Zeit. anorg. Chem., 170. 99, 1928; 1). 1). Jackson, Jotirn. 
Hoc. Chem. Ind., 21. 681, 1902 ; 0. E. danssen, Liebig's Ann., 29. 197, 1839 ; J. Jcannel, Compt. 
Bend., 66. 799, 1868 ; Mem. Med. Militaires, 241, 1868 ; E. Jobling, ('aialysia and Industrial 
Applications, London, 33, 1916; G. Ka.sKner, Arch. Plutrm.. 232. 228, 1894; 234. 332, 1896; 
T. Katsurai, Science Papers Tokyo Inst. ('hem. Research, 12. 161, 1929; R. J. Kepfer anci 
J. H. Walton, Journ. Phys. ('hem., 35. 556, 1931 ; G. Kepfj<4er and J. d’Ans, Zjcit. phys. ('hem., 
62. 89, 1908 ; G. Keppeler, J. d’Ans, I. Sundcll and F. Kaiser, ib., 21. 532, 577, 1908 ; S. Kern, 
Chem. News, 33. 112, 1876; H. Klut, Journ. CasbeUucht., 65. 528, 1922; A. Krieger, Studien 
Uber Katalyse und Adsorption ,YTM\\d\\Tt a. M., 1929; (’. J. Koene, P(^g. Awn., 63. 444, 1844; 
Liebig's Ann., 62. 301, 1844 ; Bull. Acad. Belg., (1), 10. 52, 1843 ; (1), 11. 29, 1844 ; A. Krause, 
Zeit. anorg. Chem., 174. 147, 1928 ; 180. 120, 1929; A. Krause and M. (’iokowna, Rocz. Chem., 
12. 468, 1932 ; W. Kraust, Ueber Sole von Eiaenhydroxyd und Mangayihydroxyd in ihrcr Beziehuny 
zur Bildung der sogennanlen Schutzrinden und des Laterits, .lena, 1930; O Kiohnke, Zeit. angew. 
Chem., 13. 1155, 1900; Wochenschr. Braucrci, 17. 233, 1900; J. Krutwig, Rti*. Trav. Chim. 
Pays Bas, 16. 173, 1897 ; I. Kurbatoff, Journ. Phys. Chem., 36. 1241, 1932 ; W. Kwasnik, Arch. 
Phartn., 229. 575, 1891 ; B. Lambert and A. M. (’lark, Proc. Roy. Soc., 117. A, 183, 1927 ; 122. 
A, 497, 1929; B. Lambert and A. G. Foster, ib., 136. A, 363, 1932 ; E. Landrin, Ann. Chim. 
Phys., (5), 25. 248,1882 ; G. A. le Hoy, Cotnpf. Rend., 112. 723, 1891 ; W. A. Lazier and H. Adkins, 
Koll. Zeit. ,30. 353,1926 ; J. Jjotort, Journ. Pharm. Chim., [3], 20. 241, 1851 ; Journ. praht. Chem., 
(I), 54. 305,1851 ; W. ({. Leiningon, Koll. Zeit., 19. 16(5, 1916 ; M. Leprince, Journ. Pharm. Chim., 
(7), 17. 22, 1903; L. G. Leroy, Journ. Pharm. Chim., (3), 20. 241, 1851 ; (3), 25. 362, 1854; 
I. M. Levy, Compt. Rend., 189. 426, 1929 ; D. C. Lichtenwalner, A. L. Flenncr and N. E. Gordon, 
Soil Science, 15. 157, 1923 ; F. Limbergcr and G. C. Wittstein, Pharm. Viertelzahr., 2. 372,1853; 
Liebig's Ann., 2. 372, 1853 ; G. Lockemann, Zeit. angew. Chem., 36. 357, 1922; G. Lockemann 
and F. Lucius, Zeit. phys. Chem., 83. 735, 1913 ; G. Lockemann and M. Paucke, KoU. Zeii,^ 8. 
273, 1911 ; R. Lorenz, Zeit. anorg. Chem., 12. 441, 1896; A. Lottermoser, Zeit. Elektrochem., 30. 
391, 1924; Zeit. phys. ('he.m., 60. 451, 1907; KM. Zeit, 6. 78, 1910; A. and E. Lottermoser, 
KM. Beihefte, 38. 1, 1933 ; 8. de Luca, Coinpt. Rend., 55. 616, 1862 ; G. Lunge and K. Reinhardt, 
Zeit. phys. Chem., 17. 1041, 1904 ; H. N. McCoy and C. H. Viol, Phil. Mag., (6), 25. 340, 1913; 
W. A. Maefadyon, Trans. Faraday Soc., 15. 117, 1920 ; G. MacKinney, Journ Amer. Chem. Soc., 
54. 1688, 1932 ; 1). .Madagan, Edtn. Med. Surg. Journ., 54. 106, 1840 ; A. Mailfert, Compt. Rend., 
94. 860, 1882; A. Mailhc, Ann. Chim. Phys., (7), 27, 373, 1902 ; H. Malfa|ti, Zeit. an^. Chem., 
47. 139, 1908; G. Maltitano and M. Sigaud, Journ. Chim. Phys., 24. 173, 1927 ; G. Malquori, 
Ann. Chim. Appliraia, 22. 448, 1932 ; (1. Mankiewkz, Arch. P/tann., 210. 510, 1877 ; L. Marino, 
Zeit. anorg. (Viem., 56. 241, 1908 ; (Lizz. ('him. lial., 38. i, 265, 1908; J. Matuschek, Chem. Ztg., 
25. 411, 522, 1901; W. Mecklenburg, Mill. Mate rialprufurigsamt, 37. Ill, 1919; Zeit. phys. 
Chem., 83. 609, 1913 ; M. R. Mehrotra and K. C. Sen, KM. Zeit., 42. 35, 1927 ; J. Meyer, Natur- 
wise,, 34. 3608, 1901; L, Michaelis and P. Ilona, Biochem. Zeit., 97. 67, 1919; W. G. Mixter, 
Zeit. anorg. (Siem., 92. 389, 1915; Anuir. Journ. Science, (4), 40. 23, 1915; H. Moissan, Ann. 
Chirn. Phys., (5), 21. 208, 1880 ; H. MoUsch, Sitzber Akad. Wien, 119. 966, 1910; L. Mond and 
C. Langer, Journ. Chem. Soc., 59. 1091, 1891 ; L. Moud and F. Quincke, ib., 59. 605, 1891; 
G. T. Moody, Proc. Chem. Sijc., 19. 240, 1903; F. Muck, Zeit. Chem., (2), 4. 41, 1864; Verh. 
Nat. Hist. Ver. Bonn, 24. 307, 1867 ; A. Muller, Zeit. anal. Chem., 43. 322, 1905; H. Muller, 
Naturwiss., 58. .364, 1925 ; G. Mulert, Ztit. anorg. Chem., 75. 232, 1912 ; E. M. Mumford, Journ. 
Chem. Soc., 103. t>46, 1913; J. S. Muspratt, Liebig's Ann., 50. 279, 1844; Mem. Chem. Soc., 
3. 292, 1848 ; Phil. Mag., (3), 30. 414, 1847 ; O. Nagel, KM. Zeit., 16. 19, 1915 ; A. Naumann, 
Ber., 47. 1370, 1914 ; P. Nicolardot, R(cherches sur It sisquioxyde de fer, Paris, 1905; Ann. 
Chim. Phys., (8), 6. 334, 1905; Compt. Bend., 140. 310, 1905; N. Nikitin, Zeit. anorg. Chem., 
166. 358, 1926 ; J. 11. Orton, Lancet, 232, 1835 ; T. Oryng, Koll. Zeit.,22. 149, 1918 ; H, Ost, 
Chem. Zt(j.,2&. 820, 1903 ; Wo. Ostwald and W. Haller, A'ol. Bi iIk fte, 29. 354,1929 ; M. Paircke, 
Beitrdge zum Nachwtis von Arstri, Leipzig, 1908 ; V. Paissakowitsch, Zeit, Elektrochem., 18. 
275,311,342, 1912; 19.6,1913; ll. H. Parker, F/wr/n. Journ., (3), 10. 8i>0, 1880 ; C. L. Parsons 
and S. K. Barnes, Journ. Ainer. Chem. Soc., 28. 1592, 1906 ; J. H. Paterson, Journ, Soc, Chem, 
Ind., 31. 1040, 1912 ; Proc. Durham Phil. Soc., 4. 187, 1912 ; H. K. Patten and G. H. Mains. 
Journ. Assoc. Offic. Agric. Chetn.,^. 233, 1920 ; O. Pavel, Btr., 15. 2614, 1882 ; A. Fayen, Ann. 
Chim, Phys., (2), 63. 407,183(i ; J. 11. Perry, Journ. Ind. Eng. Chem.,19. 746, 1927 ; E. Petersen, 
Zeit,phys. Chem.,^. 403, 1889 ; J. C. Phiiip, Trans. Inst. Chem. Eng., 7. 72, 1930 ; R. Phillips, 
Pharm, Journ., (1), 3. 576,1844 ; (1). 4. 366, JS45 ; Phil. Mag., (3), 28. 306, 1833 ; S. U. Picker¬ 
ing, Journ. Chem. Soc., 103. 1365, 1913 ; L. Playfair, Phil. Trans., 139. 477, 1849 ; PhU. Mag., 

VOL. XI11. 3 M 



898 


INORGANIC AND THEORETICAL CHEMISTRY 


(3) . 86. 197, 27J, 348, 1850 ; J. Plucker. Fogg, Ami., 74. 339, i848 ; T. Poleok, Her., 27. 1061, 
1894; K. Posnjak and H. E. Merwiii, Amer, Jmrn. Science, (4), 47. 31], 1919 ; S. Prakash and 
N. R. Dhar, Joum, Indian Chem. Soc,, 7. 591,1930 ; A. Quartaroli, Oazz. Chim, Ital., 46. ii, 223, 
1916 ; P. N. Raikow, Chem, Ztg,, 81. 89, 1907; A. V. Rakovsky, Trans, Russ, Inst, Pure Chem, 
Reagents, 12, 1931,; M. A. Rakuzin, Joum, Russ, Phys, Chem, Soc,, 48. 96, 1916 ; W. Ramsay, 
Joum, Chem, Soc., 82. 395, 1877 ; G. Rao and N. R. Dhar, Joum, Phys, Ctiem,, 1418, 1931 ; 

B. Reinitzer, Monatsh., 8. 256, 1882 ; SiUiber. Akad. Wien, 85. 815, 1882 ; A. Reychler, Journ. 
Chim. Phys., 7. 362, 1909 ; 8. 10, 1910 ; T. W. Richards and G. P. Baxter, Zeit. anorg, Chem,, 
28. 246, 1900; Proc, Amer. Acad., 85. 263, 1900; E. K. Rideal and H. S. Taylor, Catalysis in 
Theory and Practice, London, 112, 1919 ; E. Y. Rode, Joum, Russ, Phys. Chem, Soc., 62. 1443, 
1930; P. Rohland, Zeit. anorg, Chem., 56. 46, 1907 ; 60. 366, 1908 ; 65. 108, 1909 ; 67. 110, 
1910; 77. 116, 1912; 80. 174, 1913; H. Rose, Pogg, Ann., 107. 301, 1869; J. O. Rosenberg, 
Arkiv. Kemi Min. OeoL, 4. 1,1910 ; A. Rosenheim, Zeit. anorg, Chem,, 11. 215,1896 ; A. Rosen¬ 
heim and St. Thon, ib., 167. 9, 1927 ; A. Rosenthal, Die Messung der Koagvlaiionsgeschwindigkeit 
an konzerUrierten Eisenoxydsolen im Qebiet der Langsamen und raschen KoagulcUion, Leipzig, 1926 ; 
G. Rousseau, Compt. Rend,, 118. 643, 1891 ; G. Rousseau and J. Bernheim, ih., 106. 1530,1888 ; 
Z. Roussin, Ann, Chim, Phys., (3), 52. 290, 1858; G. A. le Roy, Compt, Rend., 112. 723, 1891 ; 
K. Ruegg, Kdll. Zeit,, 41. 276, 1927 ; O. Ruff, Ber., 34. 3417, 1901 ; L. Schaffner, Liebig's Ann., 
51. 177,1844 ; E. Schalek and A. Szegvary, Roll. Zeit., 32. 318,1923 ; 83, 326,1923 ; A. Scheurer- 
Kestner, Ann. Chim. Phys., (3), 68, 482,1863 ; H. Schiff, Liebig's Ann., 114. 199,1860 ; E. Schirn, 
Collegium, 99,1911; A. &;hmidt and K. Bunte, Journ. Gasbeleucht, 46. 603,1903 ; E. A. Schneider, 
Liebig's Ann., 257. 369,1890 ; Ber., 23. 1349,1890 ; C. F. Schonbein, Journ. prakt. Chem., (1), 56. 
129, 1862 ; Pogg. Ann., 67. 87, 1846 ; E. Selch, Zeit. anal. Chem., 64. 468,1915 ; K. C. Sen, Zeit. 
anorg. Chem., 174. 82, 1928 ; 182. 118, 129, 1919; Biochem. Zeit., 169. 192, 1926 ; Journ, Phys. 
Chem., 31. 419,626, 687,1840,1927 ,* H. de Scnarmont, Ann. Chim. Phys., (3), 30. 146,1830; (3), 
32. 1^, 1861 ; M. Seubert and M. Elten, Zeit. anorg. Chem., 4. 86, 1839 ; W. N. Sim^off, 
Roll. Zeit., 45. 207, 1928 ; A. Simon, ib., 164, 1928; A. Simon and T. Schmidt, ib., 36. 65, 

1925 ; G. McP. Smith, Zeit. anorg. Chem., 82. 67, 1913 ; J. L. Smith, Chem. News, 31. 210, 1876 ; 
Compt. Rend., 80. 304, 1876 ; T. and H. Smith, Pharm. Journ., (2), 7. 139, 1865 ; J. A. Sokolofl, 
Staid Risen, 33. 1947, 1913 ; E. Soubeiran and 11. Capitaino, Journ. Pharm. Chim., (2), 25. 738, 
1839 ; A. Speransky, Journ. Russ. Phys. Chem. Soc., 305, 1892 ; W. Spring, Rec. Trav. Chim. 
Pays-Bas, 17. 222, 1898 ; G. StMeler, Compt. Rend., 151. 17, 1869 ; \V. Stollenwerk and M. von 
Wrangell, Zeit. Elektrochem., 33. 501, 1927 ; N. A. Tananaetf, Zeit. anorg. Chem., 136. 185, 1924 ; 
N. Tarugi, Oazz. Chim. Hal., 34. ii, 330, 1904 ; Ann. Chim. Applic., 16. 419, 1925 ; I. S. Toletoff 
and E. A. Alekseeva, Ukrain. Rhem. Zhur., 6 . 61, 1931 ; L. J. Th6nard, Traiii de chimie, Paris, 
2. 76, 1824; P* A. Thiessen and R. Koppen, Zeit. anorg. Chem., 189. 113, 1930; J. Thomsen, 
Journ. prakt. Chem., (2), 11, 422, 1875; (2), 21. 69, 1880; Thermochemische Untersuchungen, 
Leipzig, 1. 420, 1882; J. Tillmans, P. Hirsch and K. Schilling, Roll. Zeit., 47. 98, 1929 ; 

D. Tommasi, Richerche suite formoledi constiiutione die compositi ferrici, Firenze, 1879 ; Les 
Mondes, 50. 326, 1879 ; Chem. News, 40. 228, 1879 ; Ber., 12. 1929, 2334, 1879 ; Monit. Srient., 

(4) , 2. 164, 1888; Bull. Soc. Chim., (2), 38. 152, 1882 ; D. Tommasi and G. Pellizzari, ib., (2), 
37.196,1882; E. Toporescu, Compt. Rend., 171.303,1920; 0. F. Tower, Journ. Amer. Chem. Soc., 
32. 955, 1910; G. Tschermak, 3/anato4.,33. 1151, 1912; Zeit. phys, Chem., 349, 1905; Zeit. 
anorg. Chem., 63. 230, 1909 ; W. Vaubel, Chem. Zig., 31. 637, 1913 ; S. Veil, Journ. Chim. Phys., 
21. 78, 1924 ; Cojnpt. Rend., 176. 101, 1923 ; 182. 1029, 1926 ; Ann. Chim. Phys., (10), 5. 138, 

1926 ; P. Vignon, Compt. Rend., 100. 638,1886 ; A. Villiers, Ann. Chim. Phys., (9), 5. 141, 1916 ; 
V. Vincent, Compt. Rend., 175.1234,1922 ; D. Vitaii, L'Orosi, 18. 335,1890 ; R. \Vallach, Compt. 
Rend., 159. 50, 1914; E. Wedekind and W. Albrecht, Ber., 69. B, 1727, 1926 ; 60. B, 2239, 

1927 ; P. P. von Weimarn, Roll. Zeit., 2. 76, 1907 ; H. B. Weiser, The Hydrems Oxides, New 
York, 66, 1926; Journ. Phys. Chem., 17. 636, 1913; 24. 277, 605, 1920; H. B. Weiser and 

E. E. Porter, ib., 31. 1383, 1704, 1927; W. Weith, Liebig's Ann., 147. 316, 1868; G. C. Weltzien, 
ib., 138. 131, 1866; G. Werther, ib., 52. 301, 1844; Joum. prakt Chem., (1), 32. 400, 1844; 

C. E. White and N, E. Gordon, Journ. Phys. Chem., 32. 380, 1928 ; C. Whitehead, Journ. Amer. 
Chem., Soc., 17. 280, 1896 ; G. Wiedemann, Journ. prakt. Chem., (2), 9. 150, 1874 ; Pogg. Ann., 
135. 215, 1868 ; R. Willstatter and H. Kraut, Ber., 57. B, 1082, 1924 ; R. Willstatter, H. Kraut 
and W’. Fremery, Ber., 57. B, 1498, 1924 ; R. E. Wilson and T. Fuwa, Joum. Ind. Eng. Chem., 
14. 913,1922 ; G. C. Wittstein, Journ. Pharm. Chim., (2), 11. 122,1847 ; Liebig's Ann., 138. 130, 
1866 ; Pharm. Viertelj., 1 . 275, 1852 ; L. and P. WoUer and W. Pluddemann, Zeit. phys. Chem., 
62. 653,1908 ; H. Wolbling, Stahl Eisen, 31. 1273,1911; Zeit. prakt. (Jeol., 20. 131,1912; J. Wolff, 
Ann. Chim. Ami. Appl., 5. 445, 1900; H. Wolfram, Die Verbindang des Siick^to^s mil reinem 
und iechnischem Eisen, Dresden, 1913; L. T. Wright, Journ. Chem. Soc., 43. 156, 1883; 
G. N. Wyroubotf and A. Verneuil, BvU. Soc. Chim., (3), 21. 137, 1899; J. H. Yoe, Joum. Amer. 
Chem. Soc., 52. 2785, 1930; J. Zeller, Schwefelsaures Eisenoxyd mil yebrannter Magnesia als 
Oegenmittel gegan arsenige Sdure, Tiibingon, 1863; G. Zirnitc, Chem. Ztg., 12. 365, 1888; 
R. Zsigmondy, Ber., 59. 467, 1920 ; Zeit. phys. Chem,, 124. 145, 1926 ; R. Zsigmondy, W. Bach- 
mann and F. F. Stevenson, Zeit. anorg. Chem., 5. 189, 1912. 

* H. R. Hermann, Bull. Soc. Nat. AIoscow, 1. 252,1845 ; HcUromcres Mineral-System, Moscow, 
81, 1860 ; Ncues Jahrb. Min., 834, 1846 ; Journ. prakt. Chem., (1), 33. 96, 1844 ; A. Breithaupt, 
Vdlstdndiges Handbuch der Mineralogie, Dresden, 8. 846, 1847 ; Zeit. ges, Naturw., 4. 116, 1854 ; 
Berg. HiUt. Ztg., 14. 23, 1856; F. KJockmann, Lehrbuch der Mineralogie, Stuttgart, 370, 1903; 




IRON 


899 


F. Zirkol, h'kmevte der Mineralogkt Leipzig^ 504,1907 ; O. Tschermak, Lehrhuch (hr Mnurahuju’, 
Wien, 404, 1905 ; P, Groth, Tabellarische Uebentichte dfr Mineralkn, Braunschweig, 48, 1898 ; 
H. W. Fischer, Unterauchungen iiber MetaUhydroxyde, Breslau, 1907 ; Zeit. anorg. Chem.^ 40. 
39,1904 ; 66. 37,1910; J. B6hm, i6.. 149. 203, 1925 ; Zeii. Kryat, 68. 667, 1928; F. M. Hcddle, 
Min. Mag., 6. 3, 1882; L. J. Spencer, t6., 18. 339, 1919; T. W. Case, Phys. Rev., (2), 9. SO."), 
1917; J. Samojloff, Bidl. Soc. Imp. Moscow, 1. 142, 1899; Zeit. prakt. Oeal., 11. 301, 1903 ; 
H. Stremm^, ib., 18. 18, 1910; E. Davies, Joum. Chem. Soc., 19. 09, 1866; M. Bauer, NeucM 
Jahrb. Min., 747, 1878; Lehrbuch der Mineralogie, Stuttgart, 669, 1904; E. Posnjak and 
H. E. Merwin, Amer. Jonrn, Science, (4), 47. 311, 1919; G. J. Brush, ib., (2), 44. 131, 1867; 
P. A. Schemjatschensky, Trav. Soc. Nat. St. Peieraburg, 20. 185, 1889; C. F. Rammelsberg, 
Hanbuch der Mineralchemie, Leipzig, 988, 1860; J. Eyerman, The Mineralogy of Pentiaylvania, 
Easton Pa., 1911; C. Bergemann, Verh. Ver. RheM H'est/alena, 16. 127, 1859; G. C. du 
Bois, Tachermak'a Mitt., (2), 22. 33, 1902; A. Pelikan, ib., (2), 14. 1, 1895; F. Katz r, Du 
Eiaeherzlageratdtten Boaniena und der Herzegowina, Wien, 194, 1910 ; E. Manassc, Mem. Soc. 
Toscana, 27. 72, 1911; A. Krasnopolsky, Bull. Com. Ghl., 20. 9, 1901; E. von Fedoroff 
and S. N. Nikitin, Bogoalowaker Bergrevier, St. Petersburg, 2. 80, 1901 ; F. Cornu, Roll. Zeit., 
4. 286, 1909 ; N. S. Kumakoff and E. J. Rode, Ann. Ruse. Inst. Phys. Ckcm. Anal.,Z. 306,192(>; 
Zeit. anorg. Chem., 169. 57, 1928 ; O. Ruff, Ber., 34. 3417, 1901 ; Kali, 1. 84,1907 ; H. Wolbling, 
StaU Eiaen, 81. 1273, 1911; Zeit. prakt. Oed., 20. 131, 1912; P. A. Thiessen and R. Koppen, 
Zeit. anorg. Chem., 189. 113, 1930 ; G. F. Hiittig and H. Garsido, ib., 179. 64, 1929; G. F. Hiittig 
and A. Z6rner, Zeit. Elekirochem., 36. 269, 1930; C. Slonim, ib., 86. 439, 1930; J. D. Dana, A 
System of Mineralogy, New York, 245, 1892. 

• J. P. Becher, Mineralogische Beachreibung oraniennaaaauiachen Lander, Marburg, 401, 1789 ; 

F. Mohs, Des Herrn J. F. Null Miner alien-Kabinet, nach einem, durchaua auf aussere Kenzeicken 
gegrUndeten Systeme geordnet, Wien, 8. 402,1804 ; J. F. L. Hausmann, Handbuch der Mineralogie, 
Gottingen, 1. 268, 1813 ; V. Cuvelier, Natuur. Tijda., 11. 170, 1929 ; A. Schoep and V. Cuvelier, 
Bull. Soc. Belg. C4ol., 89. 74, 1930 ; A. Krause, Zeii. anorg. Chem., 176. 398, 1928 ; A. Krause 
and K. Pilawsky, ib., 197. 301, 1931 ; J. Bohm, ib., 149. 212, 1926; O. Baudisch, German Pat.. 

D. R.P. 531082, 1929 ; 538083,1929 ; 0. Baudisch and W. H. Albrecht, Journ. Amer. Chem. Soc., 
54.943,1932 ; L. A. Emmerling, Lehrhuch der Mineralogie, Giessen, 2. k)6, 1796 ; J. C. Ullmann, 
Systematisch-tabellarische Ucheraichie der mineralogisch einfachen Fosailien, Cassel, 144, 299, 1814 ; 
A. Breithaupt, VolUtandiges Handbuch der Mineralogie, Dresden, 8. 842, 1847 ; Journ. 2 )raki. 
Chem., (1), 19, 103, 1840; VoUatdndige Charakteriatik des Mineralaystems, Dresden, 237, 1823; 
220, 1832 ; F. von KoIkjII, GrundzHige der Mineralogie, Niimberg, 304,1838 ; Journ. prakt. Chem., 
(1), 1. 181, 319, 1834; D. G. J. Lenz, TabeUen des gesammten Mineralreichs, Jena, 46, 1806; 
MolVs Efemeriden, 4. 605, 1808 ; K. Willmann, Centr. Min., 673, 1921 ; W. Phillips, Khmcntary 
Introduction to Mineralo(jy, London, 227, 1823; E. F. Glocker, Handbuch der Mtnrralogie, 
Niimberg, 549, 1831 ; C. C. Andre, MolVs Efimeriden, 2. 109, 112, 1896 ; J. D. Dana, A SysUm 
of Mineralogy, New York, 169, 1870 ; F. Coniu, Zeit. prakt. Geol.. 15. 82, 1909 ; W. F. Pfaflf, 
ib., 26. 165, 1920 ; (\ W. von Giimbel, Geognostiche Beachreibung wt? Bayern, Gotha, 4. 403, 
1891 ; R. Hermann, Fogg. Ann., 28. 570, 1833; J. B. Schober, Bagr. Ind. Gewerbehh, 4, 1881; 

G. Rose, Reise 'nach dem Ural, dem Altai, und dem Kaspischen deere, Berlin, 1. 203, 1842 ; 
P. A. Dufr^noy, TraiU de mineralogie, Paris, 2. 584, 1856; C. F. Rammclsl>erg, Handbuch der 
Mineralchemie, Leipzig, 147, 1860; li, 77, 1895; Handworteibach des chemischen Theils dea 
Mineralogie, Berlin, 73, 1853; I. Domeyko, Klemenios de nu cralojia, Santiago, 144, 1879; 

E. Posnjak and H. E. Merwin, .Amer. Journ. Science, (4), 47. 31!, 1919 ; G. J. Brush, ib., (2), 37. 
271, 1864; P. Yorke, Phil. Mag., (3), 27. 264,1845; Mem. ('hem Soc., 2. 321,1845 ; F. M. HedtUe, 
The Mineralogy of Scotland, Edinburgh, 1. 105, 1901 ; M. Woibull, Geol. For. Fork., Stockholm, 7. 
267, 1884 ; J. J. Noggerath, Verh. Ter. Rheinl. Westphaleiu, 1. 358, 1844 ; E. Manasse, Mem. 
Soc. Toscana, 27. 72, 1911 ; T. Haege, Die Minerahen fUs Siegerlandes und der abgrenzenden 
Bezirke, Siegen, 19, 1887 ; B. J. Harrington, Neues Jahrb. Mm., i, 241, 1891 ; Canadian Rec. 
Science, 4. 93, 1891 ; A. Lacroix, Bull. Soc. Min., 8. 41, 1885; V. Rodt, Rec. Trav. Chim. Pays- 
Baa, 49. 441, 1930; N. S. Kumakoff and E. J. Rode, Zeit. anorg. Chem.. 169. 57, 1928; Ann. 
Ruse. Inst. Phys. Chem. Anal., 3. 305, 1926; H, Frcundlich and S. Loebmann, KolL Beihefle, 
28. 391, 1929; S. Loebmann, Die mechaniachen Koaguhtion des Giaethitsols, Leipzig, 1929; 

H. Freundlich and B. S. Greensfolder, Roll. Zeit., 48. 318, 1929; G. F. Huttig and A. Zorner, Zeit. 
anorg. Chem., 184. 180, 1929; Zeit. Elekirochem., 36. 259, 1930. 

* F. Babanek, Jahrb. gcol. Reichsanat. Wien, 27, 1872 ; Tschermak's Mitt., (1), 2. 36, 1872 ; 

A. E. Reuse, Sitzber. Akad. Wien, 10. 46, 1863; 2. 129, 1856; 47. 47, 1863; W. Bornhai^t, 
Neues Jahrb. Min., ii, 399, 1912 ; 0. Miiggo, ib., i, 63, 1916 ; W. H. Albrecht, Ber.. 62. B, 1476, 
1929 ; E. Wedekind and W. H. Albrecht, ib., 59. B, 1726, 1926 ; 60. B, 2239, 1927 ; F. Wibel, 
Versuchc Uber die Reduction von Kupferoxydaalzcn durch Eiacnoxydulsalze zu metallischcm Kupfer 
oder Kupftroxydul, Hamburg, 16, 1864; A. Frickhinger, Ber. deut. Naiurf. Versamml., Ill, 
1846; Reperi. Pharm., (2), 41. 158, 1846; Z. Roussin, Ann. Chim. Phys., (3), 62. 285, 1858; 
H. de Senarmont, ib., (3), 129, 1850 ; L. 1\ de St. Gilles, ib., (3), 46. 47, 1856 ; Compt. Re.nd., 

40. 668, 1243, 18^ ; G. Rousseau and J. Beniheim, ib., 106. 1630, 1726, 1888 ; G. Rousseau, ib., 
107. 240, 1888 ; 110. 1032, 1890; 118. 642, 1891 ; H. Debray, ib., 68. 913, 1869 ; S. Veil, ib.. 
186. 764, 1928 ; D. Tommasi, Ricerche auUe formole di constiiutione dei compositi ferr id, Firenze, 
1879; Monit. Scient., 81. 166, 1888; BuU. Soc. Chim., (2), 88. 162, 1882; F. W. C. Krecke, 
Arch. Necrl., (1), 6. 193, 1871 ; Versl. Akad. Amsterdam, 5. 188, 1871 ; Journ. prakt. Cham., (2), 



900 INORGANIC AND THEORETICAL CHEMISTRY 

3. 28(3, 1871 ; M. van Bemmelen and E. A. Klobbie, »6., (2), 46. 497» 1892 ; d. M. van Bommelen. 
JRec, Trav, Chim, Pays-BaSy 7. 113, 1888 ; Zeit. anorg. Chem.y 20. 195, 1899 ; A. Krause, tft., 174, 
154,1928 ; 176. 398, 1928 ; H. W. Fischer, t6.,66. 39,1910; Vntersuchungen fiber MetaHhydroxidCy 
Breslau, 1907 ; Bioehem. Zeit.y 27. 223, 238, 311, 1910; J. 11. Dana, A System of Mineralogyy 
New York, 248, 1892 ; C5. Fownes, PhiL Mug., (3), 24. 22, 1844 ; (\ W. C. Fuchs, Die Jciinsilich 
dargestelUeJi Miniralien nach Boses Syste7n georduety Haarlem, 109, 1872 ; H. Schiff, Liebig^s Ann.y 
114. 199, 1800 ; L. Schaffner, ib.y 61. 117, 1844 ; 1\ von Mutzenl)oc*her, Btochein, Zeit., 243. 113, 
1931 ; F. Muc k, Zdt. Chem,, (2), 4. 41, 18(>7 ; W. L. Dudley, Amer. Cheiti. Jouni., 28. 59, 1902 ; 
A. Vesterberg, Bii.y 39. 2270, 1900 ; H. Bruiiek and (\ (Jrtibc', ib.y 13. 725, 1880 ; O. Ruflf, ib.y 
34. 3417, 1901; V. Doelter, Koll. Zeii., 7. 19, 1910; Haudhnch der Mineralchemie, Dresden, 3. 
ii, 678, 1926; G. Tunell and K. Posnjak. Jouni. Phys. Chem.yZb. 929, 1931 ; Econ. 26. 
337, 894, 1931 ; J. W. Gruner, ib., 25. 715, 1930 ; K. Posnjak and H. F. Merwin, Amer. Journ. 
Scieneey (4), 47. 341, 1919 ; H. Wdlbling, Stahl Kiseriy 31. 1273, 1911 ; Zeit. prakt. (leol.y 20. 131, 
1912 ; F. Halx'r, Nahirwlss.y 13. 1007 , 1925 ; O. Ilaehnel, Korrosion Meiallschutz, 3. 144, 1927 ; 

F. Drexler, ib.y 6. 3, 1930 ; G. Schikorr, ib.y 6. 24, 1930 ; Ztii. anorq. Che7n.y 191. 322, 1930; 
212. 33, 1933; d. Bohm, ib., 149. 203, 1925; G. F. Huttig and H Garsidc, ib.y 179. 49, 1929; 

G. F. Huttig and A. Zeirner, Zieit. KlektnH'h€7n.y 36. 259, 1930; P. Nioolardot, Ann.. ('hi7n. Phys.y 

(8), 6. 334, 1904 ; Becherches sur It .sesquioxyde de /er, Paris, 1905 ; Pompt. lietul.y 133. 686, 
19<)1 ; 147. 1304, 1008; A. Simon and T. Schmidt, Koil. Zeit., 36. 65, 1925; E. Stirnemann, 
Neues Jahrb. Min. B.B., 52. 336, 1925; 53. 59, 1925; Ikis System Eise7U'hlorid~ bei 

hoherer Teniperatury Stuttgart, 1925; F. Kattwinkel, Zeit. angeir. Chein., 33. 156, 1920; 

O. Krohnke, Wasser Qm, 14. 294, 1924 ; A. Krause and K. Pilawsky, Zeit. anorg. ('h^m.y 197. 
301, 1931 ; A. Krause and I. Garbaezowna, ib., 211. 296, 1933; O. Baiidisch, t/eman Pat.y 
D.JR.P. 531082, 1929; 538083, 1929; O. Baudisch and W. H. Albrecht, Journ. A7ner. Chem. 
Soc.y 54. 943, 1932; V. Rodt, i?ec. Trav. Chhn. Pays BaSy 49. 441, 1930; R. D. Williams and 

J. Thowlis, Tra 7 i.s. Faraday Soc., 27. 767. 1931 ; S, Golclszlnub, Compt. Herul., 193. 533, 1931 ; 
196. 964, 1932; H. Freundheh and B. S. (Jreenfelder. KoH. Zeit., 48. 318, 1929; H. Freundlich 
and S. Loebmanu, Koll. Beihefte, 28. 391, 1929; S. lyK'bnmnn, Die 7nerha7iischen Koagulation 
des Goethilsolsy I.i<‘ipzig, 1929. 

^ W. Phillips, to Mineralogy, London, 226, 1823 ; K. Posnjak and H. E. Merwin, 

A 7 ner. Journ. Scieneey (4), 47. 311, 1919 ; E. S. Larson, \h.y (4), 47. 320, 1919 ; A. Breithaupt, 
Journ. praki. Chem.y (I), 19. 103, 1840; K. Palla, Zfit. Kryst.y 11. 28, 1885; K. Busz, ib.y 17. 
563,1890 ; E. F. Herroim and E. Wilson, Proe. Phys. Soe.y 41. 106, 1928 ; A. IVlikan, TschermaPs 
Mitt.y (2), 14. 4, 1895; F. Babanok, ib.y (I), 2. 36, 1872 ; Jahrb. geol. Heirhsayisi. H’tVn, 22. 27, 
1872; d. Cates, Trans. Faraday Soc., 29. 817, 19.33; G. Grenet, Ann. Physique, (10), 13. 263, 
1930; W. F. de dong, JSaiuuru'tt. Tijdsy 12. 69, 1930; G. Cesaro and A. Abraham, Bull. Acad. 
Belg.y 178, 1903 ; F. M. Hcddle, The MineraliTgy of Scotla7id, Edinburgh, 1. 105, 1901 ; A. dohnsen, 
Kenes Jahrb. Min. B.B., 23. 337, 1907 ; F. Beijennek, ib.y 11, 455, 1897 ; M. Bauer, Ijchrbueh der 
Mineralogity Stuttgart, 562, 1904; A. Michel Levy and A. Lacroix, J^s minhaux des rochesy Paris, 
216, 1888 ; A. Lacroix, Mineralogie de la Frnnee et de ses coloniesy Pans, 3. 362, 1901 ; BuJl. S<k. 
Min.y 8. 41, 1885; L. Michel, ib., 15. 195, 1892; R. Oaubert, Compt. Rend.y 181. 869. 1925; 

P. F. Kerr, Fcon. Geol., 19. 1, 1924; d. L. C. Schroder van der Kolk, ('enir. Min., 80, 1901 ; 

K. Willmann, i5r, 673, 1921 ; d. Bohm, Zeit. anorg. Chem., 149. 203, 1925 ; Zeit. Kryst.y 68. 567, 
1928; R. P. Greg and W. G. Lettsom, Manual of the Mineralogy of Great Britain and Ireland, 
London, 253, 1858 ; d, H. Collins, A Hajidbcxthio th4‘ Mineralogy of Cornwall and Devon, London, 
52, 1876; G. Rose, Reise mich dent Vrvd, dern Altai, und dem kaspischen Meere, Berlin, 1. 194, 
214, 478, 1837; 2. 203, 473, 1842; Das krysUillochemischen MineralsyHem, Leipzig, 70, 1852; 
P. A. Dufrenoy, Traite de 7mneralogie, Pans, 2. 482, 1845 ; 2. 584, 1856 ; G. A. Kenngott, Sitzber 
Akad. Wien, 9. 619, 1852 ; A. E. Kcuss, tb., 47. 50, 1863 ; D. F. Wiser, Keuext Jahrb. Min., 581, 
1846; t). Mugge, ib., i, 63, 1916; J. D. Dana, A System of Mineralogy, New York, 247, 1892; 
F. A. Quenstedt, Handbuch der Mineralogie, Tubingen, 763, 1877 ; C. F. Rammelsberg, liandbuch 
der Mineralchemie, Leipzig, 41, 1847 ; H Traul)e, Zed. deut. geol. Ges., 46. 66, 1894 ; J)ie Mtnerole 
Schlesiens, Breslau, 190, 1888; L. ,J. Spencer, Min. Mag., 18. 339, 1919; C. F. (Yoss, Chem. 
News, 47. 239, 1883 ; N. S. Kurnakoff and E. d. Rode, Ann. Russ. Inst. Phys. Chem. Analyse, 
8. 305, 1926; Zeit. anorg. Che7n., 169. 57, 1928; P. A. Thiessen and R. Koppen, ib., 189. 113, 

1930 ; G. F. Huttig and A. Zomcr, ib., 184. 180, 1929 ; G. F. Huttig and H. Kittel, tb., 199. 129. 

1931 ; G. F. Huttig and H. Garside, ib., 179. 49,1929; W. H. Albrecht, Magneiochemische Unter- 
suchungen, Elberfeld, 1927 ; Ber., 62. B, 1475, 1929; E. Wedekind and W. H. Albrecht, Ber., 
59. B, 1726, 1926 ; 60. B, 2239, 1927 ; L. Hackspill and E. Stempfel, ( him. Ind., 16. 151, 1929 ; 
J. Huggett and G. Chauclron, ib., 16. 331, 1929; Korrosion Metallschutz, 6. 79, 1930; Compt, 
Rend.y 186. 694, 1928; S. lxK*bmann, Die rnexhanischen KiKigulation des Goethitsols, l.<eipzig, 
1929 ; P. P. von Weimam and T. Hagiwara, Krdl. Zeit., 38. 129,1926 ; G. Tunell and E. Posnjak, 
Journ. Phys. Chem., 85. 929, 1931 ; Econ. Geol., 26. 337, 1931 ; d. W. Gruner, ib., 25. 715, 1930; 
26. 442, 1931; d. M. van Bemmelen, Aec. Trav. Chim. Pays-Bos, 7. 113, 1888; Zeit. anorg. Chem., 
20. 195, 1899; W. H Albrecht and E. Wedekind, ib., 202. 209, 1931 ; A. Krause, Z. Czapska 
and J. Stock, ib., 204. 385 1932 ; A. Krause and 1. Garbaezowna, ib., 211. 296, 1933 ; A. Krause, 

H. Lakosciukowna and J. Cichowsky, Rocz. Chem., 13. 264, 1933; A. Krause and H. Torno, 
Zeit. anorg Chem., 211. 98, 1933; G. Schikorr, f6., 191. 322, 1930; 212. 33. 1933; Kenrosion 
Meiallschutz, 6. 24, 1930; H. Schwiersch, Chemie Erde, 8. 262, 1933; T. W. Case, Phys. Rev., 
(2), 9. 305, 1917; S. Berkmar\ and H. Zocher, Zeit. phys. Chem., 124. 318, 1926; O. Baudisch, 



IRON 


901 


If.S. Pat No. 1894749, 1933; 0. Baudisoh and L. A. Wclo, Nafvrwiss.y 21. 593,1933; 
S. Goldsztaub, Compt Rend.y 193. 533, 1931 ; 195. 964, 1932 : R. I). Williams and Thewlis. 
Trans. Faraday iSV., 27. 767, 1931 ; F. Kattwinkel, Zeit. anynv. Chem.y 33. 156, 1920; 
0. Krohnke, Wasser GaSy 14. 294, 1924; F. Haber, Naturwiss., 13. 1007, 1925; F. llrexler, 
Korrosion MetallschutZy 6. 3, 1930; A. Krause and K. Pilawsky, Zeit. anorg. Vhem.y 197. 301, 
1931 ; P. Nicolardot, Ann. Chim. Phys.y (8), 6. 334, 1904 ; Hecherches sur le sesquioxide de fer^ 
Paris, 1995; Compt Rend.y 133. 686, 1901 ; 147. 1304, T908; A. Simon and T. Schmidt, Roll 
Zeity 38. 66, 1925 ; H. W. Fischer, VnUrsnchungen nber Mefallhydroxifle, Breslau, 1907 ; Zeit. 
angew. Chern.y 40. 39, 1904 ; 60. 37, 1910. 

® K. Willmann, Centr. i/in., 673, 1925 ; A. Lacroix, Mineralogie dc la France etde ses coloniesy 
Paris, 8. 360, 1901 ; J. Samojlotf, Zeit. jrrakt. (kol.y 11. 302, 1903 ; BvU. Sor. Imp. MoscoUy 1. 
142, 1899 ; Zeit. Kryst.yZ^. 701, 1901 ; 35* 272, 1902 ; J. Bohm, i7>., 68. 548, 1928 ; P. A, Schem- 
jatschensky, ih.y 20. 186, 206, 301, 1892 ; 34. 170, 190, 1901 ; 41. 187, 1906 ; Trav. Soc. Nat. 
St. Petershurgy 206, 301, 1889; 34. 170, 190, 1903; K. A. JNcnadkowitsch, Zeit. Knjst.y 35. 
273, 1902; P, Gaubert, ('ompt. Pind.y 181. 869, 1925; F. Zirkel, Elemente dtr Mimralogicy 
I.ieipzig, 504, 1907 ; P. Groth, Tahellnrische Uebersicht dir Mineralieriy Braunschweig, 48, 1898 ; 
E. Posnjak and 11. E. Merwin, Amrr. Journ. Science. (4), 47. 311, 1919 ; N. S. Kurnakoff and 
E. J. Rode, Ann. Rush. Inst. Phys. ('hem. Anal.y 3. 305, 1920 ; Zeit. anorg. Chern.y 169. 67, 1928 ; 
V'. Rodt, ib.y 29. 422, J9l() ; W. Mecklenburg and V. Rodt, ih.y 102. 140, 1918 ; F. L. Hahn and 
M. Hertrich, lier.y 56. 1729, 1923 ; A. Stock and G. Massaciu, ib.y 34. 407, 1901 ; W. H. Albrecht, 
Magnxtochemische Unter.^iixhungen . EllxTfeld, 1927; ('hem. Ztg.y S3. 450, 1929; Ber., 62. 1478, 
1929 ; E. Wedekind and W. H. Albrecht, ib.. 59. 1729, 1926 ; O. Baudisch and W. H. Albrecht, 
Journ. Amer. ('hem. Soc.y 54. 943, 1932 ; E. F. Herroun and E. Wilson, Proc. Phys. Soc.. 41. 106, 
1928; J. Hiiggett and G. Chaudron, ('ompt. Rend, 186. 694, 1928; G. Ghaudron, ib.y 184. 
199, 1927 ; J. Huggett, Ann. Chim. Phys.. (10), 11. 447, 1929 ; G. Cesaro and A. Abraham, Bull. 
Acad. Belg.y 178, 11)03. 

’ G. Agricola, De natura fossiliumy Basilcic, 605, 1546 ; Inierpretatio Germanua vocum rc~ 
metailiccPy Basileas 465, 1546 ; 0. Oschan, Arkir Kemi Aim. Geol.y 10. 15,1932 ; J. F. d’Aubuisson 
de Voisins, Ann. (^him. Phys.y (1), 75. 225, 1810; M. Bauer, Lehrbuch der AIineralogie. Stuttgart, 
567, 1904 ; Neues Jahrb. Min.. (Festband) 33, 1907 ; L. G. Beck, Mineralogy of New Ymrky 
Albany, 33, 1842; (’. Bergemann, Yerh. IVr. Rheinl. Wedfalem^, 16. 127, 1859; F. S. Beudant, 
TraiU Uementaire de minerulogicy Pans, 2. 702, 1832 ; A. W. G. Bleeck, Zed. prakt. Geol.y 15. 341, 
1907 ; T. Bodemann, Pogg. Ann., 55. 633,1842 ; J. Bohm Zed. Kry&t.. 68. 567,1928 ; R. Bottger, 
Journ. prakt. ('hem., (1), 90. 33, 1863; Ber. Phys. Yer. Frankfurt a.M 18, 1872; Neues Jahrb. 
Min.y 365, 1864 ; G. (\ du Bois, Tscherrnak's Mdt.y (2), 22. Hi, 1903 ; A. Boiichonnet, Contribution 
d VBude des ocres, Paris, 1913 ; Bull. Soc. ('him.y (4), 9. 345, 1911 ; (4), 11. 6,1912 ; A. Brcithaupt, 
Yolstdndige i'harnkteristik des Mineral systems y Dresden, 94, 236, 1823; Yollstandiges Hnndbuxh 
der Minerulogic, Dresden, 3. 895, 1847 ; A. Brunlechner, l>ic Mincrnle des Ilerzogthums KarntcUy 
Klagenfurt, 1884 ; J. Brunner, Moll's Atw.y 3. 296, 1804 ; (». J. Brush, Amir. Journ, Science, (2), 
44. 219, 1807 ; F. Buoholz, Zeit.ges. Naturw., 19. 246, 1861 ; A. H. C'hureh, Journ. Chem. Soc., 
18. 214, 1865 ; E. Gohen, Mettordenkunde, Stuttgart, 2. 263, 1903 ; Sdzber. Akad. Berlin, 1048, 
1897 ; Ann. Nat. Hist. Hofrnustums IfVc/^, 15. 370, 1900 ; Sdzber. TVr. Nfuvorjwmmim Rugen, 
3, 1886 ; A, eVonstedt, Mineralogie, Stockholm. 178, 1758 ; J. D. Dana, A System of Mineralogy, 
New York, 167, 178, 1868 ; 245,1892 ; A. S. Eakle, Bull. Dept. Geol. Univ. ('alifornia, 315,19()i ; 
G. F. Eiebleiter, t7(f/fr5. Geol. Reichsanst., 65. 358, 1915; G. Eineeko and W. Kohler. Die Eisen- 
erzvowdie des deuischen Reiches, Berlin. 1910; L. A. EmmerJing, Lehrbuch der Mineralogix, 
Giessen, 2. 352, 1796 ; 3. 411, 1797 ; J. Kyerman, The Mineralogy of Pennsi^Ivania, Easton, Pa., 
1911 ; L. R. von Fellenlx-rg, Berg. Ilidt. Zig., 24. 194, 1865; H. \V. Fischer, Cntcrsuxhungcn fiber 
MeUdlhydroxyde, Breslau, 1907 ; Zeit. anorg. Chem., 40. 39, 1904 ; 66. 37, 1910 ; K. Fluhr, Zeit 
prakt. Geol.y 16. 1, 1908; H. B. von Foidlon, Jahrb. Geol. Reichsanst. Wien, 36. 342, 1866; 
C. GalxTt, Zeit. prakt. Geol., 23. 191, 1915; R. Gaubert, Comjd. Rend., 181. 869, 1925; 
A. G. Gentele, Lehrbuch der Farbenfabrikation, Braunschweig, 1. 141, 1906 ; G. Gesner, De omni 
rerum fossilium generc, Tiguri, 8, 1565; W. Gill. Journ. Iron Steel Inst., 21. i, 63, 1882 ; G. Gin, 
(\)mpt. Rend. Assoc. Fran^mse Science, 23. ii, 512,1895 ; E. F. Glocker, Ilandbuch der Mincralogie, 
NiirnlxTg, 553, 1831 ; P. Groth, Tabcllarische (kbersichi der Mineralien, Braunschweig, 48, 1898 ; 
G. W. von Gumlx‘1, Geognostische Beschreibung von Bayern, Gotha, 4. 403, 1891 ; H. Harrassovvite, 
Zeit. deut. geol. Ges., 83. 491, 1931 ; W. N. Hartley and H. Rainage, Journ. Chem. Soc., 71. 533, 
1897 ; E. Hatle, Die Mineralc der Stciermark, Graz, 55, 1885 ; G. von Hauer, Jahrb. geol. 
Reiehsanst. Wien, 6. 651, 1855; 12. 117, 1861 ; 16. 172, 1864 ; R. J. Haiiy, Tableau comparatif 
des resultuts de la cristallographic it de 1'analyse chimique, Paris, 274, 1809 ; S. Haughtoii, Phil. 
Mag., (4), 32. 220, 1866 ; J. F. L. Haiisraann, Handbneh der Mincralogie, Gottingen, 268, 1813 ; 
358, 1847 ; F. M. Hcddle, The Mineralogy of Scotland, Edinburgh, 1. 108, 1901 ; Min. Mag., 
5. 3, 1882; !L Hermann, IhUromerrs Mineral-System, Moscow, 81, 1860; Ball. Soc. Nat. 
MoscoUy 1. 252, 1845 ; Journ. jmtkt. i^hem., (1), 27. 54, 1842; (1), 33. 96, 1844 ; Neves Jahrh. 
Min.y 834, 1845 ; Hintze, Ilandbuch der Mincralogie, Leipzig, 1. ii. 2008, 1915 ; T. G. Hopkins, 
BwB. yliwcr. Geo/. Nor., 11. 475,1900 ; T. Muni, Rept.Canada Geol. Sur..5V.]. 1863 ; G.H. Hurst, 
Chem. News, 59. 172, 1889 ; M. Ivanolf, Journ. prakt. Chem., (1), 33. 87, 1844 ; W. Jaworsky, 
Berg. Hfdt. Jahrb., 13. 30, 1863 ; C. von iL)hn, Jahrb. geol. Reichsanst. IFiru, 36. 342, 1886 ; 8S. 
626, 1888 ; 53. 499, 1903 ; 67. 420, 1907 ; yon .lohn, ('. F. Eichleiter and O. Heckl, ib., 60. 
736, 1910; 65. 388, 1916; 69. 27, 1919 ; 3. L. Jordan, Magazin fur Etsen-, Berg-, Ilidtenkunde, 



902 


INORGANIC AND THEORETICAL CHEMISTRY 


I. 3,1808 ; D. L. G, Karsten, Mineralogische TabeUeUp Berlin, 66,1808 ; F. Kat25er, DieEisenert, 
lagersidtten Bosnkna und der Herzegotvina, Wien, 1910 ; J. 8. Kennedy, Jmer. Jfow/., 61. 696, 
1897 ; O. A. Kenngott, Uebersichte der BesuUate mineralogischer Forschungen, Leipzig, 116, 
1854 ; 258, 1865 ; M. H. Klaproth, Beitrdge zur chemiftcken Kenntniaa der Mineralkorper, 6. 217, 
1810; F. Klockmann, Lehrbuch der Mineralogie, Stuttgart, 370, 1903 ; Stahl EiaeUf 28. 1913, 
1908; W. Knaust, Ueher Sole von Eisenhydroxyd und Manganhydroxyd in ihrer Beziehung zur 
Bilding der sogennnnten Schutzrinden und des LaieriU, Jena, 1930 ; F. von Kobell, QrandzUge 
der Mineralogies Niirnberg, 304, 1838 ; Joum. prakt. Chem,, (1), 1. 181, 1834 ; W. Kohlmann, 
Stahl EiseUt 22. 501, 1902 ; F. Kretschmer, Jahrh. geoL Jteichsanat, Wien, 52. 410, 1902 ; 

N. S. Kurnakoff and E. J. Rode, Ann, Buss, Inst. Phys, Chem, Anal., 8. 305, 1926 ; Zeit. anorg, 
Chem.s 169. 57, 1928 ; A. Lacroix, Miniralogie de la France et de ses colonies^ Paris, 8. 368, 1901; 
H. Leitmeier and M. Goldschlag, Centr, Min,, 476, 1917; C. C. von Leonhard, Handbuch der 
Oryktognosie, Heidelberg, 342, 1821 ; T. Liebisch,.J?er. Oberhess. Oes. Oiessen, 28. 67, 1892; 
Neues Jahrh. Min.y ii, 210, 1898 ; E. Manasse, Atti Soc, Toscaruiy 12. 21, 1899 ; 28. 118, 1912 ; 
V. Merz, Viertelj. Nat. Oes. Zurich, 6. 368, 1861 ; A. Miiller, Joum. prakt. Chem., (1), 67. 124, 
1852 ; Liehig^s Ann., 86. 127, 1852 ; F. J. Otto, Berg. Hm. Ztg., 11. 624, 1862 ; T. L. Phipson, 
Compt. Bemd., 57. 162, 1863 ; J, J. Pohl, Sitzber. Akad. Wien, 12. 96, 1854; B. PopofT, Trav. 
Musie Giol. Pierre la Grand, 4. 99, 1910; E. Posnjak and H. E. Mervdn, Amer. Jonrn. Science, 
(4), 47. 311, 1919 ; Joum. Amer. Chem. Soc., 44. 1971, 1922 ; F. Prime, Amer. Journ. Scienci, 
(3), 9. 433, 1875 ; J. L. Proust, Joum. Phys., 63. 467, 1806 ; 0. F. Rammelsberg, Handbuch der 
Mineralchemie, I^eipzig, 149, 985, 1860 ; 186, 1875; Handworterbuch des chemischen Thetis des 
Mineralogic, llerlin, 124, 1841 ; (J. von Rath, Zeit. deut. geol. Oes., 18. 693, 1866 ; R. W. Ray¬ 
mond, Trans. Amer. Inst. Min. Eng., 28. 235, 1898; F. Rose, Die Mineralfarben, Leipzig, 217, 
1916 ; A. Saclis, Die Bodenschatze Schlesieris, Leipzig, 133, 1906 ; J. Samojloff, Zeit. prakt. Geol., 
11. 302, 1903 ; Bull. Soc. Imp. Moscou, 1. 142, 1899 ; P. A. Schemjatschensky, Zeit. Kryst., 20. 
185, 1892 ; E. E. Schmid, Pogg. Ann., 84. 498, 1851 ; J. B. Schober, Bayr. Ind. Gewerh., 4, 1881 ; 
H. Schonberg, Jcntrn. prakt. Chem., (1), 19. 107, 1840 ; E. Schroedter, Joum. Iron Steel Inst., 85. 

i, 114, 1889 ; A. von Sohrotter, Ber. Mitt. Freunde Naturw., 1. 80, 1846 ; H. Simons, Zeit. prakt. 
Geol., 27. 143, 1919; E. G. Smith, Amer. Journ. Science, (3), 81. 376, 1886 ; J. L. Smith, ih., 
(2), M. 242, 1886; Proc. Amer. Assoc., 190, 1856; Journ. prakt. Chem., (1), 66. 436, 1856; 

J. W. E. Sochting, Zeit. ges. Naturw., 1. 119, 1854 ; V. K. Stifft, Leonhard's Taschenhuch Min., 3. 
119,1809 ; H. Struve, Bull. Acad. St. Petersburg, (2), 14. 172.1856 ; J. Thiel, Beitrdgr zur Kenntnis 
der nutzbaren Mineralicn des bayischen Waldes mit speztdUr Berucksechiigung des Silbergcs bei 
Bodenmais, Erlangen, 1894 ; Zext. Kryst., 23. 295, 1894 ; P. A. Thiessen and R. Koppen, Zeit. 
anorg. Chem., 189. 113, 1930 ; 0. Tschermak, Sitzber. Akad. Wien, 49. 338, 1894 ; J. C. Ullmann, 
Systematish-tabellarische Vebersicht der mineralogisch Einfachen Fossilien, Cassel, 146, 305, 1814 ; 
•J, G. Wallerius, Mineralogta, Stockholm, 336, 1750; H. Wandesleben, Joum. Iron Steel Inst., 
38. ii, 655, 1890 ; N. Watitsch, Ann. Glol. Mm. Russie, 12. 16, ltK)9 ; F. Weltzien, Journ. prakt. 
Chem., (1), 62. 313, 1854; Liebig's Ann., 90. 123, 1854; A. G. Werner, Letztes Mineralsystem, 
Freiberg, 21, 1817; Berg. Journ., 383, 1789; A. J. F. Wiegmann, V^r die Entstehung, die 
Bildung, und das Wesen des Torfs, Braunschweig, 1837; T. Wiese, Zeit. prakt. Geol., 11. 217, 
1903; S. W'ittich and B. Neumann, Centr. Min., 658, 1902; F. Wohler, Gdtt. Gel. Anz., 285, 
1841; Joum, prakt. Chem., (1), 22. 415,1841; G. Wurttenl)erger, Neues Jahrh. Min., 685,1867 ; 

G. Zerr and R. Riibencamp, Handbuch der Farbenfabrtkation, Berlin, 1906 ; London, 384, 1908 ; 
F. Zirkel, Elemenie der Mineralogic, Leipzig, 504, 1907, 

** E. Cohen, Meteoritenkunde, Stuttgart, 2. 263, 1903; Sitzber. Akad. Berlin, 1048, 1897; 
Ann. Hist. Hofmuseums Wien, 15. 370, 1900; (’. G. Ehrenberg, Pogg. Ann., 38. 217, 1836; 
E. C. Case, Trans. Kansas Acad. Science, 14. 36, 1896 ; H. Leitmeier and M. Goldschlag, Centr. 
Min., 473, 1917 ; 0. Casagrandi, 1st. d'lgiene Univ. Cagliari, 1, 1913 ; J. C. Bnmm, Proc. Inst. 
Civil Eng., 162. 136, 1904 ; H. Molisch, Die Pjlanze in ihrer Beziehungen zvm Eisen, Jena, 1892 ; 
Die Eisenbakterien, Jena, 69,1910 ; D. Ellis, Iron Bacteria, London, 1919 ; Proc. Roy. Soc. Edin., 
27. 21. 1907 ; 28. 338, 1908 ; 31. 499, 1911 ; 35. 110, 1915 ; Proc. Roy. Soc., 85. B, 344, 1912 ; 
B.A. Rep., 437, 466, 1921 ; Engg., 112. 467, 1921 : Proc. Phil. Soc. Glasgow, 88. 176, 1907 ; 
Centr. Baku, 19. ii, 502,1906 ; 26, ii. 321,1910 ; 38. ii, 449, 1913 ; 0. Adler, ih., 11. ii, 216,1903 ; 
WMiullmann, i5.,2.ii, 116, 701.1896; 5. U212,713, 1899; 83. 277,1912; J. B. Schober, tft., 12. 

ii, 681,1904 ; C. L. Dake, Trans. Amer. Inst. Min. Evg.,bZ, 106,116,1915; H. Schwers, Le ferdans 
Ics enux souterrnines, Paris, 1908 ; Centr. Bfikt..ZZ. \\, 273,1912 ; A. Molisch, Bot. Crn/r.,50.370, 
1893; B. V’. Pyaskovsky, Russ.Pedology ; N. Cholodny, Ihc Exsenhakterien, Jena, 1928; 
E. M. Miiniford, Jonrn. Chem. Soc., 108. 645,1913 ; H Raumer, Zeit. anal. Chem., 42. 691, 1^3 ; 

O. Rossler, Arch. Pharm., (2), 233.189,1895 ; Dexit. Med. Wochenschr.,d2. 1628,1906 ; F. Lafar, 
Handbuch der iechnischen Mykologie, Jena, 8. 193, 1906 ; (1 Sauvageau and M. Kadais, Compt. 
Rend., 114. 959, 1892 ; A. Giard, ih., 96. 247, 1882 ; S. Winogradsky, Bot. Ztg., 46. 261, 1888 ; 

H. C. Sorby, Proc. Geol. Soc., 86. 73, 1879 ; W. ZojJ, IJntersuchungen iilwr Crenothrix polyspora, 
Berlin, 1879 ; W. Migula, System der Bakterien, Jena, 2. 1031, 1899 ; Ber. deut. bot. Oes., 15. 321, 
1897 ; N. Gaidukoff, ib., 21. 335, 1906 ; J. D. Kendall, The Iron Ores of Great Britain, London, 
1893 ; C. Mettenheimer, Ahhand. Senckenberg Naturf. Ges., 2. 139, 1858 ; D. D. Jackson, Trans. 
Amer. Micros. Soc., 28. 31, 1902; K. Hoflich, Oesierr, Monats. Txirheilkundc, 25. 1, 1901; 
A. Irving, Proc. Geol. Assoc.,i2. 227,1891 ; C. Zapfle, Econ. Geol., 26. 799, 1931 ; W. H. Herds- 
mann, Joxirn. Iron Sled Inst, 84. ii, 123, 1911; A. Beythien, H. Hempel and L. Kraft, Zeit. 
Unters. Nahr. Genuss., 8. 216, 1904 ; 9. 629, 1906; Cohn, Beitr. Biol. Pfianz., 1. 186, 202 




IRON 


903 


1876; J. M. van Bemmelen, Rec, Trav. Chim, Paya-Bas, 7. 106, 1888; 18. 86, 1899; Zeit. 
anorg. Chern,, 80. 186, 1899 ; 22. 313, 337, 1900 ; 42. 281, 1904 ; G. Tolomci, it., 6. 102, 1894 ; 
W. D. Francis, Proc. Roy. Soc. Queensland, 28. 1919; E. C. Harder, Prof. Paper U.S^ Bur. 

Mines, 113, 1919; C. R. van Hiae, A Treatise on Metamorphism, Washington, 826, 1904; 
H. Molisch, Sitzber. Akad. Wien, 109. 959, 1910 ; Zeit. Kryst., 58. 92, 1913 ; R. L. Starkey and 
H. 0. Halverson, Soil Science, 24. 381, 1927 ; Joum. Phys. Chem., 81. 626, 1927 ; J. W. Gruner, 
Econ. QeoL, 17. 407, 1922 ; N. J. Harrar, ib., 24. 60,1929 ; E. S. Mooro and J. E. Maynard, ih., 
24. 366, 506, 1929; P. F. Boswell and R. Blanchard, ih., 22. 419, 1927 ; 24. 791, 1929; 
0. Schreiner and E. C. Shorey, Bull. U.S. Dept. Agric., 74,1911; W. B. and R. E. Rogers, Amer. 
Joum. Science, (2), 6. 401, 1848 ; W. P. Headden, ih., (4), 16. 181, 1903 ; R. Muller, Tschermak's 
Mitt., (1), 7. 26, 1877 ; E. V. Shannon, Proc. U.S. Nat. Museum, 72. 21, 1927 ; 0. Aschan, Zeit. 
prakt. GeoZ., 15. 66, 1907 ; Finska Vei. Soc. Oefvers., 1, 1906; H. C. Sorby, Proc. Geol. Polyt. 
Soc. West Riding Yorks., 1, 1857. 

• B. Aarnio, Die Seeerz der Kirchapiele Pusula, Pyhajarri, Loppi, und Tammala, Helsingfors, 
1917 ; J. Ahlburg, Finska Vet. Soc. Oefvers., 25. 49, 1917 ; J. P. Arend, Compt. Rend., 194. 
990,1932 ; O. Aschan, Zeit.prakt. Ge-ol.,\h. 66,1907 ; Finska Vet. Soc. Oefvers., 1, 1906 ; J. M. van 
Bemmclen, Rec. Trav. Chim. Pays-Bos, 7. 106, 1888 ; 18. 86, 1899 ; Zeit. anorg. Chem., 20. 185, 
1899; 22. 313, 1900; 42. 281, 1904; A. Bencke, Oesterr. Zeit. Berg. Hm., 62. 297, 1914; 
A. Bergeat and A. W. Stelzner, Die Erdagenst&Uen, Leipzig, 2. 1250, 1906 ; F. Beyschlag, Zeit. 
prakt. Ged., 10. 337, 1897; F. Beyschlag, J. H. L. Vogt and P. Krusch, The Deposits of Useful 
Minerals and Rocks, London, 2. 979, 1916; G. Bischof, Schweigger's Journ., 68. 420, 1833; 
Lehrbuch der chemischen und physikalischen Chemie, Bonn, 1. 940, 1847 ; London, 1. 166, 1834; 
R. Blanchard and P. F. Boswell, Econ. Ged., 25. 557, 1930; A. W. G. Bleeck, Finska Vet. Soc. 
Oefvers, 15. 350, 1907 ; M. Brauhauser, Neves Jahrh. Min. B.B., 19. 85, 1904; R. A. Brauns, 
Zeit. ges. Naturw., 43. 280,1874 ; E. van den Broeck, Bull. Soc. Gid., 8. 616,1880; A. Brongniart, 
Ann. Science Nat., 14. 410, 1828; K. von Billow, Finska Vet. Soc. Oefvers, 31. 55, 1923 ; 

J. M. Campbell, Mining Mag., 17. 67, 120,1917 ; O. C. S. Carter, Journ. Franklin Inst., 161. 227, 
1896 ; L. Cayeux, Les minirals de fer oditique de la France, Paris, 1909; BuU. Soc. Ged., (4), 

10. 397, 531, 1910 ; Cempt. Rend., 142. 895, 1906 ; 149. 1388, 1909; 150. 135, 1910 ; 156. 1495, 
1793, 1913 ; H. M. Chance, Eng. Min. Journ., 86. 408, 1908; Trans. Amer. Inst. Min. Eng., 39. 
622, 1909 ; C. Chelius, Zeit. prakt. Ged., 12. 360, 1904 ; F. W. Clarke, The Data of Geochemistry, 
Washington, 634, 1924 ; E. Cohen, Sitzber. Ver. Neuvorpommem, 3, 1886 ; F. Cornu and H. Leit- 
meier, Koll. Zext., 4. 277, 1909; C. L. Dake, Trans. Amer. Inst. Min. Eng., 53. 106, 1916; 
A. Daubr^e, Compt. Rend., 20. 1775, 1845; C. Deffner, Jahresh. Ver. Naturkunde Wurttembergs, 
15. 258, 1859 ; Neves Jahrh. Min., 613, 1859; R. Delkeskamp, Zeit. prakt. Ged., 12. 289, 1904 ; 
L. Hieulafait, Compt. Rend., 100. 662, 1885; E. DoU, Verh. Ged. Reichsanst. Wien, 316, 1903; 
456, 1895; C. Doelter, Handbuch der Mineralchemie, Dresden, 3. ii, 734, 1926; L. Diirr, Mitt. 
Ged. Landesansi. Alsass-Lothringen, 6. 123,1907 ; G. Einecke and W. Kohler, Die Eisenerzvorrdte 
des deutschen Reiches, Berlin, 1910; B. V, Emerson, Amer Joum. Science, (4), 42. 233, 1916; 

K. Endell, Kdl. Zeit., 26. 215, 1920; B. Foch, Chemische Untersuchungen vber lioterden und 
Bohnerzione, Freiburg, 1908 ; A. F. Foerste, Amer. Journ. Science, (3), 41. 28,1891 ; O. F. Fraas, 
Geognotische Beschreibung von Wvrttembercf, Baden und Hohenzdlem, Wurttemberg, 1882; 
W. D. Francis, Proc. Roy. Soc. Queensland, 28. 80,1919 ; A. Gartner, Arch. Ver. Mecklenburg, 51. 
73, 1893; F. Gaub, Ged. Palaon. Abhand., 9, 1910; A. Gressley, Jura Sdeurosi, 5. 245, 1^1; 
A. de Grossoiivrc, Ann. Mines, (8), 10. 311, 1886; J. W. Gruner, Econ. Geol., 17. 407, 1922; 
26. 442, 1931; E. C. Harder, Prof. Paper U.S. Ged. Sur., 113, 1919; R. J. Hartman and 
R. M. Dickey, Journ. Phys. Chem., 36. 1129, 1932; E. Hatle, Die Mineralien der Steiermark, 
Graz, 1885; C. W. Hayc-s, Trans. Amer. Inst. Min. Eng., 30. 403, 1900; C. W. Hayes and 
E. C. Eckel, Bull. U.S. Geol. Sur., 213, 1903; R. Helmhacker, Tschermak's Mitt., (2), 2. 299, 
1880; H. Hess, Jahrh. preuss. geol. Landesanst., 28. 529, 1907 ; C. R. van Hise, A Treatise on 
Meiamorphism, Washin^on, 826, 1904 ; Ann. Rep. U.S. Geol. Sur., 21. iii, 326, 1900 ; L. Hoff¬ 
mann, Verh. Nnturh. Ver. Rheinl. Westfakns,bS. 109, 1898 ; E. Hollmann, Ueber Basalteisenstein 
des norduestlichen Vogdsberges, Giessen, 1909; G. D. Hubbard, Ainer. Journ. Scunce, (5), 4. 
95, 1922; Chem. News, 125. 390, 1922; J. M. Jegunoff, Ann. Geol. Min. Russ., 2. 157, 1897; 
P. von Jeremejeff, Proc. Russ Mm. Soc., 29. 204, 1895 ; Zeit. Kryst., 24. 501, 1895 ; F. Katzer, 
Die Eiscnlargersiatkn Busmens und der Ilarzegowina, Wien, 1910; K. Keilhack, Finska Vxt. 
/SV. Oefvers, 27. 99, 1919 ; Glucknuf, 54. 373, 1918 ; G. Keller, Neues Jahrb. Min., i, 363, 1882 ; 
J. F. Kemp, Trans. Amet. Inst. Min. Eng., 53. 3, 1915; J. P. Kimball, Amer. Joum. Science, 
(3), 42. 231, 1891; A. Kindler, Pogg. Ann.', 37. 203,1836 ; Bibl. Vniv.,^. 180, 1836 ; J. Klarding, 
Zeit. Elektrochem., 39. 140, 1933; F. Klockmann, Stahl Eisen, 28. 1913, 1908; W. Kohlmann, 
Stahl Eisrn, 22. 570, 1902; Sttzber. Niederrhein Ges., 27, 1898; P. Kremers, Pogg. Ann, 
84. 72, 1851 ; 1*. Krusch. Finska Vet. Soc. Oefvers., 26. 66, 1918 ; W. Kuhn and W. Meigen, 
Jahresb, Mitt. Oberrh. Geol. Ver., 46, 1924; A. E. Kupffer, Ann. Inst. Mines St. Petersburg, 
310, 1908; R. Lang, Ged. Rund., 6. 242, 1915; Verwitterung und Bodenbildung als Ein- 
fiihrung in die Bodenkunde, Stuttgart, 1920; H. Laubmann, Neues Jahrh. Min., i, 33, 1921 ; 

11, 36,1921; ii, 1, 1922 ; M. Lazarevic, Finska Vet. Soc. Oefvers, 21. 475,1913 ; C. K. Leith and 
W, J. Mead, Trans. Amer. Inst. Min. Eng., 42. 90, 1911 ; 58. 76, 1916 ; A. Leppla, llunsrUck- 
fUJirer, Trier, 18, 1914 ; R. Lepsius, Geologie xxm Deutschland und den angrenzenden Gebietev, 
Leipzig, 1. 665, 1913 ; J. Levallois, Bull. Soc. GioL, 28. 183, 1871 ; T. S. Lovering, Econ, Ged,, 
18. 523, 1923 ; S. W. McCallie, Bull. Georgia Ged. Sur., 10, 1900 ; A. Merle, Les gites rninirauz 



904 


INORGANIC AND THEORETICAL CHEMISTRY 


et metallifbrea et lea mux miniraUs du dipartment du Douhs^ Besan^on, 117, 1905 ; W. G. Miller, 
Rep. Ontario Bur. Mines^ 26, 1917 ; H. Mulisch, Bit Pfianze in ihren Bezichungen zum Eisen, 
Jena, 1892 ; Sitzber. Akad. Wien, 109. 969, 1910 ; Zeit. Krijst., 58. 92, 1913 ; E. S. Moore, Econ. 
GeoL, 5. 628, 1910; Joum, Oeol.f 26. 412, 1918; A. Moos, Zeit. prqkt. Oeol.t 29. 106, 1921 ; 
0. Miigge, Neues Jahrh. Min.y i, 63, 1916; H. Munster, Zeit.prakt. OfoL, 18. 242, 1906; 
M. Neumayr, Zeit. deni. geol. Oes., 89. 637, 1886; J. S. Newberry, School Mines Quart., 2. 1, 

1880 ; E. Newton, BulL Minnesota School Mints, 6, 1918 ; H. W. Nichols, Field Columbian Mus. 

PubL, 8. 25, 1006 ; H. B. North, A7ner. Journ. Science, (4), 86. 270, 1913 ; A. Pelikan, TschermaPs 
Mitt., (2). 14. 7, 1896 ; R. A. F. Penrose, Ann. Rep. Arkansas Qeol. Sur., 1. 124,1892 ; F. W. Pfaff, 
Zeit.prakt. 0(ol., 28. 165, 1920 ; R. Phillips, Phil. Mag., (3), 26. 437, 1845 ; Phartn. Journ., (1), 
4. 505, 1846 ; B. Popoff, Trav. Music Pierre le Grand, 4. 99, 1910 ; W. E. Pratt, Trans. Amer. 
Inst. Min Eng., 63. 101, 1916 ; F. Prime, Amer. Journ. Science, (3), 9. 433, 1875 ; A. Quartaroli, 
Gazz. Chim. Ital., 63. 679, 1933; R. W. Raymond, Trans. Amer. Inst. Min. Eng., 26. 250, 1896 ; 
28. 235, 1899 ; K. A. Redlich, Zeit. prakt. Geol., 18. 258, 1910 ; G. Rcinders, Verh. Akad. Amster¬ 
dam, 9. 1, 1902; A. F. Rogers, Proc. Amer. Phil. Soc.. 49. 17, 1910; J. von Roth, Allgemeine 
und che?nische Geologie, Berlin, 1. 102, 1879 ; C. Schmidt, Handworterbuch der Schweisvhen Volks- 
icirifKhaft, 3. 113, 1907 ; H. Schneiderhohn, Mitt. Inst. Eise7ifarse hung DusseUUrrf, 3. 9, 

1912; 16. 79, 1924; F. ,Senft, Die Torf- und Limonitbildung, Leipzig, 168, 1862 ; N. S. Shaler, 
A7in. Rep. V.S. Geol. Sur.. 10. i, 305. 1896 ; E. V. Shannon, Pror. ILS. Nat. Must uw, 72. 21, 1927 ; 
H. Simons, Zeit. prakt. Geol., 27. 140, 1919; H. Sjogren, Neues Jahrb. Min., ii, 273, 1893; 

G. O. Smith and B. Willis, Trans. Amer. Inst. Mm. E7ig., SO. 356, 1901 ; ('. H. Smyth, A7ner. 
Journ. Science, (3), 42. 487, 1892; H. C. Sorby, Proc. Geol. Polyt. Sfjr. Ridhtg Yorks., 1, 
1857 ; A. C. Spencer, Bull V.S. Geol Sur., 340, 1908; W. Spring, Bull Acad. Bely., (3), 34. 
678, 1897 ; Neues Jahrb. Min., i, 47, 1899; F. M. Stapff. Zeit. dent, geol Ges., 18. 86, 1865 ; 

H. Stremme, Geol. Rund., 1, 337, 1900 ; H. Tasche, Notbl. IVr. Erdkiinde Darmstadt, 243, 1856 ; 
H, Taylor, Edm. Phil Journ., 2. 140, 1851; M. Tecklenburg, Zeit. Berg. Hutt. Salinen, 29. 210, 

1881 ; E. Thirria, Bull S<k. Geol., 6. 32, 1834; Ann. Mhies, (5), 19. 49, 1851 ; J. Thoreau, 
Ann. Soc. Geol. Belg., 39. 429, 1913 ; L. Tokody, Centr. Min., 83, 1932 ; G. Toloniei, Zeit. anorg. 
Chem., 5. 102, 1804; P. von Tachirwinsky, Zed. Kryst., te. 308, 1027; Neues Jahrb. Min., 

11. 199, 1905; A. ViersebiIJing, Finska Yet. Soc. Oe/trr.s, 18. 393, 1910; J. 11. L. Vogt, Zeit. prakt. 
Geol, 14. 217,1006 ; F. W. Voit, ifc., 30. 17, 1022 ; .1. Walther, Geologic I'on />♦ utschltmd, Leipzig, 

148, 158, 1921 ; M. Watanalx.*, Econ. Geol, 19 497, 1924 ; N. Batistsch, Ann. Geol. Min. Russie, 

12. 16, 1909; W. H. Weed, Pror. Philadelphia Phd. >SW , 11. r/.M, 1892; C. M. Weld, Trans. 
Amer. Inst Min. Eng., 40. 299,1909 ; B. A. Wendeborn, Einska Vet. Soc. Oejvers, 20. 266,1912 ; 
L. van Werveke, Zeit. prakt. Geot., 9. -396, 1901 ; F. Zirkel, Lehrbiah dir Petrogrnphie, L<*ipzig, 

3. 579, 1894, 

J. J. Berzelius, Gilbert's Ann., 87. 296, 1810; 42. 277, 1812: Ann. Chim. Phys., (2), 6. 

149, 1817 ; J. Lefort, Journ. Pharm. Chun., (3), 20. 241, 1851 ; F. Muck, Z( if. Ch(7n., (2), 4. 41, 
1867 ; A. Krause, Ziit. anorg. Chern., 174. 145, 1928 ; 176. 398, 1928 ; L. 1*. de St. Gilles, An7i. 
Chim. Phys., (3), 46. 47, 1856; Compf. Rend., 40 . 568, 1243, 1855; G. (’. Wittstein, Phar7n. 
Vierielj., 1. 275, 1852 ; O. Rutf, J5rr.,34. 3417, 1901 ; H. Wolbbng. Stahl Emn, 31. 1273, 1911 ; 
Zeit. prakt. Geol, 20. 131, 1912. 

E. Wedc'kind and W. Albrecht, Btr., 60. B, 2239. 1J127 ; 3. W. E. Sochting, Zfut. ges. 
Naiurv'., 1. 119, 1854 ; C. Bergemann, Vfrh. T>r. Rheitd. Wtstjtdfn.^, 16. 127, 1859 ; E. Posiijak 
and H. E, Merwin, Amtr, Journ. Sconce, (4), 47. 311, 1919; A. Bergeat, Neurs Jahrb. Min., 
i, 147, 1901 ; A. Pelikan, T 8cher7nak'Mitt., (2), 14. 6, 1895; F. Gornu, i5., (2), 26. 496, 510, 
1906 ; J. Joly, Proc. Roy. Sor.,41. 250, 1887 ; R. I'Jrich, Wollny's Forschung Aqnc., 17. 1, 1894 ; 
F. Beijerinck, Neues Jahrb. Min. B.H.. 11. 455, 1897 ; H. B. Kosmann, Zett. dent. geol. Ges., 46. 
335, 508, 1893 ; H. A. J. Wilkens and 11. B. (’. Nitz<*, Eng. Min. Journ., 61. 664, 1896 ; 7'ra7i.s. 
Amer. Inst. Min. Eng., 26. 351, 1896 ; (’. Jene.s, ih., 19. 289, 1890 ; W. B. Phillips, ib., 26. 399, 
1895; Eng. Min. Journ., 55. 560, 1893 ; 62. 105, 121, 1896 ; G. Grenet, Arm. Physique, (10), 

13. 263, 1930; F. Stutzer, W. Gro.ss and K. Borncmann, Mekdl Erz, 15. 1, 7, 1918; A. Abt, 
Ann. Physik, (4), 6. 774, 1902 ; E. I’useddu and A. .Marini, Annali Chim. Appl, 13. 34, 1923 ; 
F. D. Adams, Journ. Geol, 18. 489, 1910; W. 1). Bancroft, Journ. Phys. Chem., 19. 232, 
1915; H. W. Fischer, Vntersuchungen uber Meiallhydroxide, Breslau, 1907 ; Zeit. angew. Chem., 
40. 39, 1904 ; 66. 37, 1910; N. S. Kurnakoff and E. J. Rode, ib., 169. 57, 1928 ; Ann. Russ. Inst, 
Phys. Chem. Analysis, 3. 35, 1926 ; F*. Wohler, Gott. Gel. Anz., 285, 1841 ; Journ. prakt. Chem., 
(1), 22. 415, 1841 ; J. F. L. Hausmann, Ilandhuch dir Mineralogie, Gottingen, 361, 1847 ; 

L. P. de St. Gilles, Ann. Chun. Phys., (3), 46. 47, 1856; Compt. Rend., 40. 568, 1243, 1855; 
R. Gaubert, ib., 181. 869, 1925; F. Muck, Zeit. Chim., (2), 4. 41, 1867 ; J. Bohm, Zext. Kryst., 
68. 567, 1928; E. Cohen, Sitzber. Natunr. l>r. Neuverpommfrn., 3, 1886; (\ H. Smyth, Zeit. 
prakt. Geol, 2. 310, 1894 ; F. M. Stapflf, ib., 2 326, 1894 ; L. van Werveke, ib., 2. 400, 1894 ; 
E. E. Fairbanks, Econ. Geol, 21. 399, 1926 ; R, D. Harvey, ib., 23. 778, 1928 ; 0. Meyer and 
W. Eilender, Die Redukiion von Magnetit und Limonit mit Methan, Diisscldorf, Arch Eisen- 
hfUtenivesen, 4. 357, 1931 ; Staid Eisen, 51. 294, 1931 ; T. W. CW, Phys. Rev., (2), 9. 306, 1917 ; 

M. Mainz and M. Muhlendyck, Boennstoff Chem., 14. 50, 1933. 

E. F. Herroun and E. Wilson, Pror. Phys. Soc., 41. 106, 1928 ; J. F. L. Hausmann, 
Handbuch der Mineralogie, Gottingen, 279, 1813; Gilbert's Ann., 5. 21, 1811 ; E. E. Schmid, 
Pogg A rtn., 84. 495, 1851; C. F. Haninit*lHber^, Htirtdbvch dev Min^vulckentte. l^eipzig, 150 
1860 ; 8. Haughton, Phil. Mag., (4), 82. 220, 1866; N. .S. Kurnakoff and E. .J. Rode, Zeit. 



IRON 


906 


anorg. Chem.f 169. 57, 1028; H. W. Fischer, ib., 66. 37, 1910; Untermchungen liber Metall- 
hydroxyde, Breslau, 1907 ; E. Posnjak and H. E. Merwin, Amer. Journ. Science, (4), 47. 311, 
1919 ; F. Stutzer, W. Gross and K. Bornemann, Meiall Erz, 16. 7, 1918 ; F. Muck, Zeii. Chem., 

(2) , 4. 41, 1867 ; F. Weltzien, Liebig's Ann., 188. 129, 1866 ; J. Lefort, Journ. Pharm. Chirn.^ 

(3) , 20. 241, 1851 ; A. Vcsterbcrg, Ber., 39. 270, 1906; E. Brescius, Journ. prakt. Chern., (2), 
8 . 273, 1871 ; D. Toramasi, Riclierche sulle Jormolc di conMituiione dei compositi ferrici, Firenze, 
1879; Les MonJes, 50. 326, 1879; Chem. Keirs, 40. 228, 1879; Ber., 12. 1929, 2334, 1879; 
Monit. Scient., (4), 2. 164,1888 ; Bull. Soc. Chim., (2), 88. 152, 1882 ; J. L. Proust, Journ. Phys., 
63. 467, 1806. 

J. Thomsen, Tkennochemische XJnlermchungen, Leipzig, 3. 294, 1803 ; P. P. von Weimam, 
Koll. Zeit.,2. 76, 1907 ; J. 1). Dana, A SysUm of Mineralogy, New York, 178, 1868 ; J. Matuschek, 
Chem. Zig., 26. 327, 522, 565, 601,742, 1901 ; R. Hermann, Journ. jnaki. Chem., (1), 27. 53, 1842 ; 

E. F. Glocker, Handhuch der Mincralogie, Niirnberg, 553, 1831 ; G. Bodlander, Zeit. phy». Chem., 
27. 66, 1898 ; A. H. Church, Journ. Chem. Soc., 18. 214, 1865 ; C. J. B. Karsten, Karstens Arch., 
16. 1, 1840 ; C. F. Rammelsberg, Handhuch der Miner alchemic, Leipzig, 187, 1865 ; G. C. Witt- 
stein, Pharm. Viertelj., 1. 275, 1852 ; 2. 372, 1853 ; F. Limberger, ih.,2. 372,1853 ; Haaxman's 
Tijdschr., 5. 525, 1853 ; H. Molisch, Zc'it. KryM., 63. 92, 1913 ; Sitzhcr. Akad. Wien, 109. 959, 
1910; G. Almkvist, Zeif. anorg. Chem., 103. 240, 1918; B. Aarnio, Gcal. Kotmniss. Finland 
Oeotek. Medd., 25, 1920 ; L. P. de »St. GilJes, Ann. Chim. Phys., (3), 46. 47, 1856 ; Cornpt. Bend., 
40. 568,1243, 1855 ; W. Albrecht, Magmtorhemische Cnlersuchungen Elberfeld, 1927 ; G. Aminoff 
and B. Broome, Svcnska Vet. Haridl. Stockholm, 9. 5, 1931 ; H. T. S. Britton, Journ. Chem. Soc., 
127. 1248, 1925 ; A. von Dobeneck, Fcr.sch. Geh. Agiic. Phys., 16. 201, 1892 ; P. Fireman, Journ, 
Ind. Eng. Chem., 18. 286, 1926 ; A. GtMis, Ann. Chim. Phys., (3), 65. 222, 1862 ; D. N. Ghosh, 
Journ. Indian Chem. Soc., 7. 569, 1930 ; J. W. Gruner, Eccn. Gecl., 17. 4C8, 1922 ; 24. 50, 1929 ; 

F. L. Hahn andM. Hertrich, Brr., 63. B, 1729,1923 ; H. Handovsky, Zeif. physiol. Chem., 176. 79, 
1928 ; N. J. Harrar and F. E. E. Germann, Journ. Phys. Chem., 35. 166<h 1931 ; P. Hausknecht, 
MagnHochemischc Cnlersuchungen, tStrasaburg, 1913; M. F. HeddJe, Min. Mag., 2. 107, 1878; 
E. F. Herroun and E. Wilson, Prejr. Phys. Site., 41. 108, 1928 ; G. F. Huttig and H. Kittel, Zeit. 
anorgf. Chem., 199. 129,1931 ; L. J. Ingelstrom, Oefver.s. Akad. Stffckholm, 22. 608, 1865 ; K. Inoue, 
Tctsu to Haganc, 17. 99, 1931 ; J. Jeannel, Mim. Soc. Saences Bordeaux, 6. 1, 1868; Journ. 

Pharm. ('htm., (4), 8. 106, 1868 : K. Jellinek and H. Gordon, Zrit. phys. Chem., 112. 207, 1924; 
W. Kangro and K. Flugge, Zed. Elektrochem., 35. 189, 1929; H. V. Kohlschiitter, Zeit. anorg. 
('hem.. 213. 189, 193.‘1 ; A. Mailfert, Comjit. Bend., 04. 800,1882 ; (). Meyer and W. Eilender, Arch. 
EisenfniiUnu'fsen, 4. 3.')7, 1931 ; SfahJ Eisen, 57. 294, J931 ; E. Miiller, Zeit. Elektrochem., 14. 
77, 1908 ; Das Eistn und seine Verbindungcn, Drcfiden, 281, 1917 ; P. Nieolardot, Becherches sur 
le sesquioxyde de fer, l^aris, 1905 ; Ann. Chxm. Phys., (8), 6, 334, 1905 ; Compt. Bend., 140. 310, 
1905 ; E. Reichardt and E. Blumtritt, Journ. prakt. Chem., (1), 98. 476, 1866 ; A. Rostmheim, 
Zeit. anorg. Chem., 11. 175, 225, 1896 ; G. Rousseau and ,1. Bernhaim, Compt. Bend., 106. 1530, 
1888; R. S. Penniman and N. M. Zoph, IJ.S. Pat. No. 1327061, 1920; G. G. Kao and N. R. Dhar, 
Journ. Phys. Chem., 35. 1418, 1424, 1931 ; O. Ruff and B. Hirsch, Zett. anorg, Chem., 146. 395, 
1925; W. von W. Scholten, Kon'osioJi MetaUschutz, 4. 73, 1928; F. Stutzer, W. Gross and 
K. Bornemann, MeUiU. Erz., 6. 1, 1918 ; 15. 7, 1918 ; P. A. Thiessen and R. Koppen, Zeit. anorg. 
('hem., 189. 113, 1930; D. Tommaai and G, Pellizzari, Bull. Soc. ('him., (2), 37. 196, 1882; 
S. Veil, Zeit. anorg. Chem., 176. 1923; 186. 753, 1928; Her. Scient., 64. 8, 1926; E. W^ekind 
and W. Albrecht, Ber., 159. B, 1726, 1926; 60. B, 2239, 1927 ; G. Weyman, Journ. Soc. Chem. 
hid., 37. 333, T, 1918; M. Faraday, Phil. Trans., 136. 43, 1846; A. Abt, Ann. Physik, (4), 6. 
782, 1901 ; (’. B. Greiss, Pogg. Axin., 98. 484, 1856; G. Wistrand, Magnetiskn succepiibilitetes 
hos Kmirts, Tellur, och niigra Holmiumf(teningar,‘VppHalA, 1916. 

A. 8. Eakle and W. T. Schaller, Bull. Ihpt. Geol. Univ. California, 2. 315,1901 ; W. Spring, 
Bcc. Trav. Chun. Pays-Bas, 17. 222, 1898 ; Bull.Soc. Chim.,{^), 21.87, 1899 ; P. A. Thiessen and 
R. Kop|>en, Znt. anorg. Chem., 200. 18, 1931. 


§ 33. The Ferrites and Perferrites 

Ferric oxide iinite.s with many bases to form salts commonly called ferrites, 
just as the salts of chromic oxide with the bases are called chromites, and those of 
manganic oxide with the bases, mayiganUes. To keep the nomenclature more or 
less uniform, the salts of the acid anhydride MnOo are called ftenmpfjanites, and 
those of the acid unknown anhydride, PVOo, are called perferrites. Similarly, the 
salts of the acid anhydride (>03 arc called chromites, those of Mn 03 , manganates, 
and those of Fe() 3 , ferrates. The ferrites can thus be regarded as salts of a mono¬ 
basic ferrous acid, HFeO. 7 , which was obtained by J. M. van Bemmelen and 
E. A. Klobbie ^ as indicated below. It may be convenient to regard the ordinary 
ferrites as metaterrites, K'FeO.,, and the acid, HFeOo, as metaferrous acid. The 
orthoferrites, R 3 'Fe 03 , are then regarded as salts of a tribasic orthoferroos acid, 
HjFeOs. The “ ous ' and “ ic nomenclature unfortunately goes wrong with the 
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chromites, manganites, and ferrites; the orthoferrous acid, HaFeOs, is analogous 
with ferric hydro^^ide, Fe(0H)3 ; and the iron is in the ** ic form. In a special 
case, discussed previously, it was convenient to consider ferric oxide, FeaOa, as 
ferric orthoferniey Fe(Fe 03 ). Some poljrterrites are known. The ferrites Wer^ 
discussed by L. E. R. Dufau, H. le Chateher, S. Hilpert, etc. 

A. Chondew observed that a ferrite is probably formed when potassium hydroxide 
is fused in an iron crucible, for, when the cold mass is boiled with water, some 

ferric oxide remains in soln.; and a similar soln. is 
produced when hydrated ferric oxide is boiled with 
cone, alkali-lye. The alkali ferrites are formed by the 
interaction of fused or cone. aq. soln. of the alkali 
hydroxides and ferric oxide or iron-rust. The removal of 
ferrites from caustic alkali-lye picked up in the evapo¬ 
rators is an important operation in the finishing of com¬ 
mercial caustic alkalies. Reducing agents— e.g. sulphur 
—^is one method employed in reducing the ferrites and 
causing the iron hydroxides to separate from the soln. 
and ultimately to settle as a deposit at the bottom of 
the caustic pot. The dilution of the lye to less than 
40 per cent. NaOH will precipitate most of the iron as 
Wittstein said that hydrated ferric oxide is slightly 
soluble in cone, alkali-lye, but L. Schafiner observed that this is a mistake, for 
the ferric oxide is only in a state of fine mechanical suspension. A. W. Bull and 
J. R. Adams studied the adsorption of sodium hydroxide by hydrated ferric 
oxide, and the results are summarized in Fig. 544. There is here no sign of the 
formation of a ferrite. 

B. Posnjak and T. F. W. Barth prepared lithium lerrite, Li(Fe02), Li 20 .Fe 203 , 

by heating a cone. soln. of lithium hydroxide and ferric hydroxide in a press, bomb 
below 600®. The crystals were anisotropic. If the temp, exceeds 600®, an isotropic, 
cubic modification is produced, and also when lithium carbonate and ferric oxide 
in theoretical proportions are heated to redness. The X-radiograms show that the 
cubic form has one Li 20 .Fe 203 -molecule per unit cube which is of the sodium chloride 
type. The length of one edge is 4*141 A.; the sp. gr. is 4-368 ; and the refractive 
index, 2*40 for Li-light. S. Hilpert and co-workers studied the magnetization of 
this salt. 

F. von Schaffgotsch prepared sodium ferrite, with the formula—presumably 
from the analyses of W. F. Salm-Horstmar, and J. M. van Bemmelen and 
E. A. Klobbie—Na 20 .Fe 203 , or NaFe02. F. von Schaffgotsch found that a 
mixture of a mol, or 78 parts of ferric oxide and a small excess of anhydrous sodium 
carbonate at a red-heat, gives off a little more than a mol or 23*9 parts of carbon 
dioxide, forming a liver-brown sodium ferrite which does not readily melt. The 
fracture is waxy and conchoidal. On exposure to air, sodium ferrite becomes 
reddish-brown and dull. Hot and cold water extract the alkali, leaving ferric oxide 
behind. W. F. Salm-Horstmar, 0. Loew, and E. Mitscherlich prepared the salt 
in a similar way; M. 0. Charmandarian and G. V. Martschenko, by heating 
a mixture (3 : 1) of iron oxide and sodium carbonate at 950° ; and E. Mitscherlich, 
by calcining sodium ferric oxalat/C in air. The yellow product is decomposed by 
acids. J. d’Ans and J. Loffler obtained the ferrite by the action of ferric oxide 
on sodium hydroxide ; and G. Rousseau and co-workers, by heating hydrated 
ferric oxide mixed with sodium hydroxide or carbonate up to 800® or 1000®. 
J. M. van Benamelen and E. A. Klobbie prepared the alkali ferrites by the pro¬ 
longed heating of ferric oxide with cone, alkah-lye, the resulting ferrite is partially 
soluble and gradually crystallizes. The crystals of the sodium salt appear at first 
to be crossed prisms, but they afterwards form hexagonal plates which sometimes 
become rhombohedral and spherical, or else they form long needles. The same 
crystals are produced when ferric oxide is heated with fused alkali carbonate or 
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Fig. 544. —The Adsorption 
of Sodium Hydroxide by 
Hydrated Ferric Oxide. 
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chloride. Excepting the hexagonal plates, the crystals of sodium ferrite are 
decomposed by water when they assume at first a pseudocrystalline form, and then 
pass into amorphous, hydrated ferric oxide. 

The hexagonal plates of sodium ferrite, when treated with water, furnish ferrous 
acid, Fe 203 .H 20 , or ’HFe 02 , with the same crystalline form, transparency, and 
optical properties as the original ferrite. 8. Goldsztaub found that the rhombo- 
hedral crystals have the parameters a=5‘59A., a=35° 20', and the density 4*23. 
Ferrous acid is not hygroscopic, and it begins to lose water at 100®, whereas 
goethite can be heated to 300® without losing water. 

According to G. Zimit^, when a strong current of air is blown into a hot, cone, 
soln. of soda containing about 34 per cent, of hydroxide, standing in an iron vessel, 
or to which finely divided hydrated ferric oxide has been added, perceptible quantities 
of iron are dissolved without colouring the liquid. The soln. remains clear and 
colourless for several days at the ordinary temp., but ultimately becomes turbid, 
yellow, and finally red, owing to the separation of the hydrated ferric oxide ; this 
colour, however, disappears again on heating. When the colourless soln. is diluted, 
the ferric oxide is precipitated in about half an hour, but is re-dissolved by con¬ 
centrating the dil. soln. Hydrogen sulphide at first produces a deep, cherry-red 
coloration in the colourless liquid, and on continuing the action a greenish-black 
precipitate is formed, leaving a clear soln. free from iron, but slightly yellow from 
the presence of sodium sulphide. G. Zimite assumed that sodium ferrate is formed, 
but this hypothesis does not agree with F. Haber’s observations, which show that 
sodium ferrite is produced. According to F. Haber, when a soln. of sodium ferrate 
is boiled for a sufficiently long time, it becomes colourless or pale yellow, provided 
that care has been taken to use materials which are free from manganese. The 
yellowish soln. contains a soluble ferrite, and when kept, deposits colourless cry^ls 
of a compoimd which very quickly decomposes when it is removed from the strongly 
alkaline liquid. The same soln. of ferric oxide is obtained by boiling ferric hydroxide 
with a cone. soln. of sodium hydroxide. Addition of an alkaline sulphide gives a 
red coloration, due to the formation of the double alkali iron sulphide to which the 
red liquors of Leblanc’s alkali manufacture owe their colour. When pure iron is 
boiled gently for a few minutes with cone, sodium hydroxide soln., the liquid is 
found to contain ferrous oxide. When exposed to air, tliis soln. readily oxidizes 
to the ferric oxide soln. Both the soln. of ferrous and ferric oxide are readily 
oxidized to ferrate by electrolytic oxygen. 0. Loew said that the salt is soluble 
in a cone. soln. of sodium hydroxide ; but 0. Sackur observed that it is insoluble 
in molten alkali chlorides or carbonates, and in molten alkaline earth chlorides. 
W. G. Mixter gave for the thermal value of the reaction: Fe 203 -f r?Na20 
= Fe203.nNa20+58 Cals. M. Matsui and co-workers found for the heat of the 
reaction NaoO+Fe203=2NaFe02+44*82 Cals. ; Na 2 C 03 +Fe 203 = 2 NaFe 02 +C 02 
-32-06 (^ifs.; (2Na,2Fe,2O2)=-2Na2FeO2+248-08 Cals.; and 2NaFe02+H20 
~ 2NaOHa(i-l~Fe203—101-32 Cals. V. I. Sokoloflt found that the decomposition 
of sodium ferrite by water is endothermal—55-14 Cals.—and the heat of formation 
(Na20,Fe203)-~58 Cals. The reaction between ferric oxide and sodium carbonate 
begins at 820®; and the press, of the gas is given by log p~--7539*6r~i+l’'^5 
log T- 0'(I()1626r-t-6-0808, from which it follows that 2 NaFe 02 +C 02 —-Na 2 C 03 
-hFe 203 -f 34-873 Cals, at 25®. G. Grube and H. Gmelin showed that when iron 
which has been rendered active by cathode treatment is anodicaUy polarized by a 
low-current density in a 40 per cent. soln. of sodium hydroxide and in complete 
absence of air, it passes into soln., in the bivalent condition, a.8 sodium hypoferrite, 
Na2Fe02. at 80®, with a current density of 0-166 amp. per sq. dcm., 0-026Ar-Boln. 
of sodium ferrite is formed. Sodium ferrite can be obtained by the anodic oxidation 
of an alkaline soln. of ferrous hydroxide, or by the cathodic reduction of sodium 
ferrate using platinum electrodes. A soln. of sodium ferrite is much more complex 
than an alkaline soln. of ferrous hydroxide. The anodic soln. of bivalent iron in 
40 per cent, sodium hydroxide takes place at 80® at potentiab cH —0-84 to —0*82 
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volt. At a slightly higher potential, cH — 0*8 to ■—0-7, the oxidation process 2 Fe 02 " 
-f 20 ^Fe 2 O 4 "' takes place. In 40 per cent, sodium hydroxide soln., the equilibrium 
potential of the process Fe+ 20 ^ 2 Fe" lies at cH—-- 0-86 volt. The subject was 
discussed by L. Rolla and R. Salani. S. Hilpert and co-workers studied the magneti¬ 
zation of the ferrites. W. G. Mixter reported the ferrite Naj^FeO,^ ; T. Wallace 
and A. Fleck, Na 2 Fe 306 or Na^Fe^^Og ; and W. H. Schramm, Na 2 Fe 205 . 

W. F. Salm-Horstmar, E. Mitscherlich, and J. M. van Bemmelen and 
P]. A. Klobbie prepared potassium ferrite, K 20 .Fe 203 , or KP’e 02 , by the process 
employed for the sodium salt. The crystals of the potassium salt appear at 
first to be rhombic plates, but, as the heating is continued, and the water expelled, 
they become regular octahedra. W. F. Salm-Horstmar's analysis agrees with 
3 K 20 . 4 P'e 203 , but J. M. van liemmelen and E. A. Klobbie found KFe 02 . According 
to G. Rousseau and J. Rernheiin, potassium ferrate is rapidly decomposed by fused 
potassium chloride or hydroxide t<^ form potassium ferrite and oxygen. The 
alkalinity of the flux has no influence on the result, as is also the case with barium 
ferrate. If potassium hydroxide be employed, the ferrite is not changed by con¬ 
tinued heating at bright redness, but if the flux is a mixture of hydroxide and 
chloride, the ferrite is gradually converted into reddish, transparent crystals of 
hydrated feiric hydroxide, containing about 3 per cent, of alkali. The general 
properties of potassium and sodium ferrite are similar. S. Hilpert and co-workers 
found that the alkali ferrites prepared in the wet way are indifferent in a strong 
magnetic field, but when prepared in the dry way, they are strongly magnetic. 
The magnetic properties are lost at 150^. S. Hilpert and A. Lindner prepared the 
potassium ferrites KoO.FcoOs, K 2 O. 2 pV. 2 O 3 , and K 20 . 7 P> 203 , and examined their 
X-radiograms. Similarly with the mPidium ferrite, Rb 20 .PV 203 ; and with the 
caesium ferrite, Cs20.P>203. 

C. Friedel found a dark grey mineral on the lithomarge of Pikaterinburg, Siberia, 
and he called it delafossite —after G. Delafosse. It occurs in small, tabillar crystals 
which are cleavable into thin, opaque lamime of sp. gr. 5*07. According to 
A. F. Rogers, delafossite occurs in mines at Bisbee, Arizona, and the analysis 
corresponds with cuprous ferrite, CuPVOo. The rhombohedral crystals are trigonal 
with the axial ratio n : c 1 : 1-94. The hardness is 5-5 The mineral fuses easily 
and becomes magnetic. Tt is soluble in hydrochloric and 8 ul}>huric acids, but not 
in nitric acid. S. Hilpert melted together cuprous oxide and ferric oxide at 1250° 
in an atm. (d nitrogen and obtained a black, magnetic mass ; by treating a mix(‘d 
soln. of cuprous and ferric salts with alkali, cuprous ferrite is formed, as a floeculent 
black mass w'hich becomes crystalline at 900°. A. V. Halferdahl found that copper 
ferrite melts at 1458° ; and F. 8 . Wartman and G. L. Oldright said that copper 
ferrite jirobably exists in the slags from jiyrite smelting. E. V. Shannon discussed 
the formation of ferromagnetic CuO. 1 ^* 203 . K. List obtained CUpric ferrite, 
Cu(PV 02 ) 2 , by heating a powdered mixture of cupric and ferric oxides; 
Y. Y. Mostt)vich and G. S. Uspensky said that the reaction begins at 600°, and pro¬ 
ceeds rapidly at 750°. P. T. Walden recommended heating the mixture in an 
electric furnace, and removing the excess of ferric oxide by a magnet and levigation ; 
and W. Stahl recommended heating a mixture of 5 grms. of cuprous oxide and 16*7 
grins of ferric oxide at 750° to 800° in a covered porcelain crucible in a muffle. 
K. List also obtained it by heating to redness a mixture of cujiric and ferrous nitrates, 
and by adding potash-lye to a mixed soln. of ferric chloride and cupric sulphate to 
precipitate all the cojiper and iron. The dirty yellow precipitate when dried in 
vacuo f)ver sulphuric acid forms a cinnamon-brown j)owder of the pcntahydrale. 
It becomes anhydrous at a red-heat. K. List also prepared cupric ferrite by treating 
a soln. of ferric chloride with cupric oxide, when a brownish-yellow precipitate is 
formed. 8 . Holgersson found that the X-radiograms of the spinel-like crystals 
had the lattice parameter a -8-445 A. This w-as confirmed by H. Forestier. 
W. Blitz and co-workers found that the Cu(Fe 02)2 spinel had the mol. vol. 45*3, 
wdiere the CuO has the mol. vol. 12-6, and the Fe 203 , 32-7. H. Forestier found that 
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the curve .showing the cxpaiiflion at different temp, has a break at 455S. Loria 
and C. Zakrzewsky found the indices of refraction, /x, and the coeff*. of extinction, 
for light of wave-length. A, to be : 

A . 4390 4000 5530 5890 0330 7040 

/X . 2-77 2*70 2-73 2*71 2-67 2-59 

k . 0 09 0-59 0-47 0-29 0-25 0 10 

The brownish-black cupric ferrite is magnetic. S. Hilpert obtained cu})ric ferrite 
as in the case of cuprous ferrite ; and by compressing a mixture of powdered cupric 
and ferric oxides, and sintering at 100^. The magnetic permeability disa])[)ears 
at 280^. 0. C. Ralston observed the formation of zinc and copper ferrites in the 

roasting of sulphide ores at about 650”, and the cupric ferrite so formed resists the 
action of the 5 to 10 per cent, sulphuric acid used in leaching, so that losses occur. 
H. Forestier and G. Chaudron obtained the ferrite by precipitation from a mixture 
of the component chlorides,l)y sodium hydroxide*, and then heating the precipitate. 
The mean magnetic susceptibility of copper ferrite obtained by H. Forestier and 
G. Chaudron, is 102xl0~3 mass 
unit between 0 and 100 gauss. 

S. Hilpert and co-workers, and 
A. Serres made observations on this 
subject. H. Forestier observed that 
the magnetization decreases slowly 
with rise of tem]), but there is an 
abrupt decrease at 420” which ends 
at 450”, a temp, corresponding with 
the Curie point. The relation be¬ 
tween the strength of the magnetic 
field and the intensity of magnetiza¬ 
tion is shown in Fig. 545. A. Serres, 
and S. Veil studied the magnetic 
properties of copper ferrite. K. Wil¬ 
son and E. F. Herroun found that 
the ferrites have higher magnetic 
8U8ceptibiliti(‘S than ferric oxide, 
and observed values for cupric 
ferrite. V. Y. Mostovich and G. S. 

Uspensky found that the ferrite is 
insoluble in soln. used for extracting 
copper oxide in hydrometallurgy. It 
is decomposed by sulphur dioxide at 
500” to 600” ; and by calcium oxide, 
and other strong bases. P. T. Walden said that no blue precipitate is formed 
when cupric ferrite is treated with a soln. of potassium ferricyanide. 

H. Rose prepared silver hemiferrite, Ag 40 .Fe 203 or AgoFeOo, by adding ferrous 
sulphate to an excess of an ammoniacal soln. of silver oxide in ammonia. 
N. W. Fischer found that instead of producing a black, granular precipitate, the 
colour is yellowish-brown if too much ammonia is used, and green, if too much 
ferrous sulphate is added. Ammonia extracts a little silver oxide from the pre¬ 
cipitate and colours it yellowish-brown. Hydrochloric acid converts it into ferric 
chloride and a precipitate of reddish-grey silver chlorides, and if the precipitate be 
treated with ammonia, metallic silver remains undissolved, suggesting that the 
precipitate contains silver suboxide. It is probable that this product contains some 
ferric hydroxide associated with colloidal silver. According to M. C. Lea, a soln. 
of ferric alum readily dissolves silver at the ordinary temp., with production of a 
ferrous salt, and if the ferric compound is in excess, the whole of the silver is 
dissolved. When ferrous sulphate soln. is mixed with successive quantities of 
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silver oxide until a fresh quantity of the latter is no longer affectoil, the whole of 
the iron is precipitated, and a black product is obtained which is probably the 
compound Ag 40 . 2 Fe 0 .Fe 203 obtained by H. Rose in the same way. When a soln. 
of ammonium ferric alum is mixed with a large excess of finely divided silver in a 
well-closed vessel and allowed to remain for several days, with frequent agitation, 
the liqmd acquires a deep red colour, which may persist for several days, but then 
gradually disap|)ear8, the soln. becoming greenish, although it still contains a con¬ 
siderable quantity of ferric salt. It follows that the reducing action of silver on 
ferric salts is limited and ceases before reduction is complete, even when the silver 
is present in large excess. K. Pilawsky, and A. Krause and K. Pilawsky prepared 
silver ferrite, (AgFe02)n, by the action of a soln. of silver nitrate on yellow meta- 
ferric hydroxide, FeO.OH, obtained by the action of air on ferrous hydroxide, or 
ferrous acid, (HFe02)„, ^ soln. of Pg=5*2, and peptized in O-OliV^-acetic acid ; if 
brown orthoferric hydroxide, obtained by the action of alkali on a ferric salt, 
is used, then silver hsrdroterrite, Ag3H(Fe02)2, is formed. The salt was studied by 
A. Krause and W. Buczkowsky. 

The bleaching action of calcium oxide on the yellowish or reddish-brown colour 
produced by ferric oxide in clays has long been known in the ceramic industries, 
and attributed to the formation of a calcium ferrite of paler tint. Thus, the effect 
is mentioned by H. Seger. According to J. Percy, ferric oxide forms fusible com¬ 
pounds with calcium oxide if the mixture in theoretical proportions for calcium 
ferrite, Ca 0 .Fe 203 , or (CaFe 02 ) 2 > he heated to whiteness in an oxidizing atmosphere. 
The mass of dark brown, interlacing, acicular crystals is magnetic, and it has a 
sp. gr. 4-693. The composition is said to be analogous to that of magnetite with 
ferrous oxide replaced by calcium oxide, or to that of a spinel with alumina 
replaced by ferric oxide. S. Hilpert and A. Lindner examined the X-radiograms 
of Ca 0 .Fe 203 . H. 0. Hofmann and W. Mostowitsch prepared a crystalline calcium 
ferrite by heating equimolar proportions of calcium sulphate and ferric oxide. 
Sulphur dioxide and oxygen were given off at 1100°, and at 1250° the mass was 
molten. The calcium ferrites in Portland cements were described by H. Kiihl, 
and R. Nacken and M. E. Griinewald. C. E. Swartz and F. C. ICrauskopf obtained 
non-magnetic calcium ferrite by heating calcium oxide and ferric oxide above 
650°. L. Jacque foimd that the first clear signs of fusion with mixtures of ferric 
and calcium oxides were obtained at the following temp,: 

CaO . 0 5 10 20 26 30 40 60 60 70 per cent. 

Temp. . >1600° 1466° 1290° 1230° 1220° 1220° 1246° 1370° 1430° >1600° 

If the mixtures are kept until completely fused, a portion of the ferric oxide is 
dissociated, and some ferrous oxide is formed. This reduces the f.p. of the mixture. 
The ratio Fe 203 : FeO approaches 2-22 on prolonged heating, and the ratio 2-22 
corresponds with Fe 304 . J. Pelouze obtained a product, which he represented by 
the formula 4 Ca 0 .Fe 203 , by adding an excess of potash-ly^ to a soln. containing 
a mol of ferric and 4 mols of calcium chloride ; H. Forestier and G. Chaudron 
obtained calcium ferrite by a similar process ; K. List, by adding lime-water to a 
soln. of ferric chloride, washing the product with lime-water, and heating it to redness. 
S. Hilpert prepared calcium ferrite by the fusion process. J. Guilhssen did not 
obtain definite results for the temp, at which the reaction between ferric oxide and 
calcium carbonate begins. H. Forestier observed that the ferromagnetic crystals 
are not cubic, and may have a face-centred, tetragonal lattice with o : c=l : 0-8. 
The ferromagnetic property relates to an unstable state which is lost at higher 
temp. 

8. Hilpert and E. J. Kohlmeyer studied the binary system, Ca0-Fe208, 
thermally, and their results are summarized in the curve, Fig. 546. Under the 
conditions of the experiments, mixtures with less than 31 molar per cent, of ferric 
oxide were very viscid, and the last portion solidified at 1410°. The calcium oxide 
formed well-developed crystals. With less than 75 molar per cent, of calcium oxide, 
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tbe primary crystallization is that of calcimn orthoferrite.^^U-aO.FeaPa, which 
melts at 1410®, and disintegrates, like calcium orthosilicate, when cooled. The 
next ^compound formed is 3 Ca 0 . 2 Fe 203 , or calcium tetralcrrite» which melts at 
1460®. This solid, at 1220°, undergoes a reaction forming a compound pentacalcium 
hexalcrriie* 5 Ca 0 . 3 Fe 203 , resembling the corresponding aluminate, 5 C 40 * 3 Al 203 . 
E. D. Campbell obtained a ferrite, 5 Ca 0 . 3 Fe 203 , and said that it is isomorphous with 
5Ca0.3Al208. R. Nacken and M. E. Griinewald examined the red crystals of this 
salt and found them to be doubly refracting. N. M. Yasuirkin gave 6*9 Cals, for 
the heat of formation of 3 Ca 0 .Fe 203 ; and 2-9 Cals, for that of 4 CaO.Fe. 2 O 3 . 

J. Pelouze, and W. Pukall reported 4Ca0.Fet03 ; W. Pukall, and E. Diepschlag and 
E. Horn, 3CaO.Fe,Oj ; R. Nacken and M. E. Griinewald, SCaO.SFejOj; F. Martin and 
O. Fuchs, 3Ca0.2Fe|03 ; and Z. Weyberg, 2Ca0.5Fe|08. E. Martin reported the hydrate, 
Ca0.4Fe,0,.6H,0. or CaO.SFeaOj.SHjO ; and Ca0.2Fe,0,.2H,0; CaO.FejOa.H^O; 
3Ca0.2Fe,0,.3H30; 4Ca0.2Fea03.3H,0 ; 6Ca0.2Fe30a.3H,0; W. Michaelis, 3CaO. 

FejOj.SHjO ; and H. le Chatelier, 4Ca0.Fe,03.12H|0. 

Returning to S. Hilpert and E. J. Kohlmeyer’s diagram, Fig. 546, there is a 
eutectic at 1200°, and 50 mol. per cent, of calcium oxide; and a second maximum at 
1400°, corresponding with didUciom hexaterrite» 2 Ca 0 . 3 Fe 203 . Below the eutectic 



Moldr per cent. Fez O3 MoUir per cent, Fe^ Oj 


Fig. 546.- —Freezing-point Curves of the Fig. 547.—Freezing-point Curve of the 
Binary System : CaO-FcgOj. Svgtem : CaO-FejOa* 

temp., calcium metaterrite, Ca 0 .Fe 203 , or Ca(Fe02)2, is present. The behaviour 
of mixtures rich in ferric oxide is complicated, partly owing to the escape of 
oxygen, and the formation of magnetite. Calcium metaferrite was also prepared 
by W. C. Hansen and co-workers —vide infra —W. F. Salm-Horstmar, W. Pukall, 
K. List, S. Peacock, K. Endel, C. E. Swartz and E. C. Krauskoj S H. 0. Hofmann 
and W. Mostowitsch, 0. Schott, H. Moissan, and J. Percy; whilst E. Diepschlag 
and E. Horn prepared the 2:1, 5:3, and the 1: 1 ferrites. R. B. Sosman and 
H. E. Merwin could not confirm S. Hilpert and E. J. Kohlmeyer’s five calcium 
ferrites. The equilibrium diagram is summarized in Fig. 547, and only two 
ferrites were observed. The compound 2 Ca 0 .Fe 203 dissociates and is in equilibrium 
with calcium oxide and liquid at 1436°, and all mixtures with less than 36 molar 
per cent, of calcium oxide, up to pure calcium oxide, liquefy in part at this temp., 
leaving pure calcium oxide as the solid phase in excess. The compound Ca 0 .Fc 203 
dissociates and is in equilibrium with 2 Ca 0 .Fe 208 , and liquid at 1216°, and all 
mixtures between about 35 and 62 molar per cent. Fe 203 liquefy in part at 1216°, 
forming liquid, and 2Ca0.Fe208 as solid phase in excess. This dissolves as the 
temp, rises and disappears at the liquidus curve. The compound CaO.FegOs 
dissociates and is nearly all liquefied at 1216°—J. Konarzewsky gave 1251°—and 
at 1260° the solid phase, 2 Ca 0 .Fe 203 , formed by dissociation, all disappears. The 
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eutectic at 1203° between calcium metaferrite and ferric oxide lias between 75 and 
90 per cent, ferric oxide and is probably nearer the former amount. No optical 
evidence of solid soln. of calcium oxymetaferrite with calcium oxide or calcium 
metaferrite, or of calcium metaferrite with calcium oxymetaferrite or ferric 
oxide was observed. M. E. Griinewald verified the results with 40 to 65 molar 
per cent, of calcium oxide. E. I). Campbell studied the mixed crystals with 
calcium aliiminate. N. M. Yasuirkin gave 1*5 Cals, for the heat of formation 
of Ca 0 .Fe 203 . 8. Nagai and K. Asaoka found that calcium metaferrite is not 

acted on by water. E. Diepschlag and E. Horn said that the orthoferrite reacts 
with calcium sulphide at 800“, but not with ferrous sul])hide below 1150°. Calcium 
oxymetaferrite, or calcium oxyjerrite, 2 (^i 0 .Fe 203 or Ca 20 (Fe 02 ) 2 , is formed at 
1436° in well-developed, black crystals, which are yellowish-brown by transmitted 
light. M. E. Griinewald also obtained tabular crystals of calcium oxymetaferrite. 
E. Martin gave 1300° to 1325°, R. Nacken and M. E. Griim'wald, 1380° to 1420° ; 

J. Konarzewsky, 1440°; 0. Schott, 1500° ; and 0. Andersen. 1436° for the incon- 
gruent m.p. of the oxymetaferrite. This compound was also prepared by 
C. W. Hansen and co-workers, and by S. Nagai and K. Asaoka, W. Pukall, 

V. Vincent, W. Lerch and R. H. Rogue, and 0. Schott - vide infra. According to 
R. B. Sosman and H. E. Merwin, the melted substance may be under-cooled to 
1385°, but it always shows traces of the dissociation products, calcium metaferrite 
and oxide. Calcium oxymetaferrite furnishes positive, biaxial crystals with a 
moderate optic axial angle. N. M. Yasuirkin gave 32-03 Cals, for the heat of 
formation of 2 Ca 0 .Feo 03 . The indices of refraction for Li-light are: a- 2-200, 
j3=2-22(), and y 2*290; and for Na-light, a 2-25, whilst ^ and y have a lower dis¬ 
persion. The transition temp, at which the metaferrite dissociates and is in equili¬ 
brium with the oxymetaferrite is 1216°. Calcium metaferrite forms deep red 
crystals which are negative, and uniaxial. K. Martin gave 1225° to 1250°; 
R. Nacken and M. E. Griinewald, 1220° to 1230° ; H. 0. Hofmann and 

W. Mostowitsch, 1250°; 8. Hilpert, 1200° ; and 0. Andersen, and R. B. Sosman 

and H. E. Merwin, 1216°, for the incongruent m.p. of the metafcurite. According 
to R. B. Sosmann and H. E, Merwin, the refractive indices are: to- -2-465 
and €—2*345 for Li-light; and for Na-light, to - 2-58 and €--2*43. 8. Nagai and 

K. Asaoka observed that 2 Ca 0 .Fe 203 is slowly decomposed by water. According to 
R. B. Sosman and H. E. Merwin, a considerable amount of ferrous oxide or 
magnetite w^as formed with mixtures containing less than 50 mol. per cent, of 
lime, but with higher proportions of lime, the amount of ferrous oxide formed 
below 1500° is relatively small. 

0. Andersen, R. Nacken and M. p]. Griinewald, and PL I). Campbell obtained 
results confirming R. B. Sosman and H. E. Merwin's view that there are only two 
definite calcium ferrites. According to E. Martin, the calcium ferrite which is formed 
on heating a mixture of ferric oxide and calcium carbonate depends on the propor¬ 
tions in which the ingredients are mixed, and not on thi‘ temp, attained ; thu.s, at 
1200°, the 1 : 1 mixture furnishes the metaferrite, and the 1 : 2 mixture, the oxymeta¬ 
ferrite. The powdered metaferrite has a sp. gr. near 4, it is magnetic, and non- 
hydrauhc ; the powdered oxymetaferrite has a sj>. gr. below 4, it js magnetic, and 
has a hardness of 6. H. Forestier said that the structure, from the X-radiograras, 
is not cubic. R. Nacken and M. E. Griinewald said that in the presence of much 
molten calcium chloride, the metaferrite forms rhombic ne(*dles, and the oxymeta¬ 
ferrite, plates. Only these tw'o compounds are formed in the presence of an excess 
of molten calcium chloride. When equimolar pro]H>rtions of ferric and calcium 
oxides with half their weight of calcium chloride arc melted 2 to 4 days at 1200°, 
5 Ca 0 . 3 Fe 203 is formed, and if 3 mols or more of calcium oxide and 1 mol of ferric 
chloride be treated in a similar way, calcium oxymetaferrite is formed. The 
fusion curve of calcium metaferrite and aluminate is shown in P''ig. 547. 

According to S. Hilpert and E. J. Kohlmeyer, molten mixtures of calcium and 
ferric oxides furnish brown to black products—those with a large proportion of 
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ferric oxide are steel-grey, and the colour becomes paler with increasing proportions 
of calcium oxide. Many different tints were observed, according to the temp, at 
which the different mixtures were sintered. M. E. Griinewald found the crystals 
of Ca 0 .Fe 203 are rhombic. The hardness decreases with increasing proportions of 
calcium oxide. The sp. vol. curve shows a sharp change of direction when 
Ca 0 .Fe 203 is formed, and another, less distinct break occurs near 20 molar per 
cent. CaO. The following is a selection from the sp. gr. and sp. vol. data for 
different molar percentages of calcium oxide of sp. gr. 3*316, and ferric oxide, of 
sp. gr. 5*190: 

CaO . 10 17-5 22 27 41 50 56 64 

Sp. gr. . 6 026 4-878 4-844 4-785 4-724 4-683 4-480 4-213 

Sp. vol. . 0-1982 0-2018 0-2064 0-2089 0-2177 0-2135 0-2232 0-2374 

R. Nacketi and M. E. Griinewald gave 5*08 for the sp. gr. of Ca 0 .Fe 203 ; 3-98 
for that of 2 Ca 0 .Fe 203 ; and 4*02 for that of 5 Ca 0 . 3 Fe 203 . The electrical con¬ 
ductivity is very small even with fused ferric oxide, which is only lO-^® of that of 
iron. Solid soln. arc not formed. The magnetic properties diminish with the 
proportion of iron, and become insignificant with over 67 molar per cent, of calcium 
oxide. H. Forestier and G. Chaudron gave 42*3 X 10"*^ ina.c^s unit for the mean 
magnetic susceptibility of calcium ferrite between 0 and 100 gauss ; and they 
found that it loses its magnetic properties irreversibly when heated to TOO*^. The 
heating and cooling magnetization temp, curves coincide, unless the heating has 
been ab(n*c the Curie point, in which case the Curie point is depressed from 425® 
to I'SO'', so that it ivS completely transformed into a paramagnetic substance if 
ke])t at a high temp, for some time. H. Forestier's observations on the relation 
betwe(‘n the .strength of the magnetic field, and the intensity of magnetization 
were discussed in connection with Fig. 545. S. Hilpert and co-workers added 
that this ferrite loses its magnetic permeability at 160®. The calcium ferrites 
were also studied by S. Nagai and K. Asaoka. 8 . Hilpert and E. J. Kohlmeyer 
observed that tb<* calcium ferrites are much le.ss readily attacked by reagents 
than the silicates, and hence they are better than silicates in cements for resisting 
the attack of sca-wat*^r. Mixtures with 60 to 70 molar per cent, of calcium 
oxide aic liydraiilic. W. rukall, S. Nagai and K. Asaoka, E. Martin, and 
J. Konarzevsky .said that CaO FC 2 O 3 is not changed by long contact with water, 
and it possesses no liydrauhe properties, hut 0. Schott, and K. Zulkowsky did 
not accept this conclusion. J. Konarzewsky, W. Pukall, 8 . Nagai and K. Asaoka, 
and K Zulkowsky noted that 2 ra 0 .Fc 203 does possess hydraulic properties in 
hardening iindtu* water, but not so much as Portland cement. Calcium ferrites 
are less readily reduced than ferric oxide. W. Odling said that hydrogen sulphide 
does not attack calcium ferrite. According to E. Martin, the metaferrite is 
insoluble in 10 jier cent acetic acid, and in a hot or cold soln. of sodium carbonate, 
or of ammonium chloride. It is slightly soluble in a soln. of lime and sugar, and it 
is slowly attacked by oxalic acid. An excess of alumina decomposes the ferrite at 
a high temp., 1200 ®, whilst with silica, siheoferrites are formed. The oxymetaferrite 
resembles the metaferrite in its chemical behaviour, except that it is attacked slowly 
by 10 per cent, acetic acid, it is also slightly attacked by a boiling soln. of sodium 
carbonate, and is entirely decomposed by a hot soln. of ammonium chloride. 
W. H. MacIntyre and W. M. Shaw observed that whilst ignited ferric oxide shows 
no tendency to absorb ajipreciahle amounts of calcium sulphate, freshly precipitated 
ferric oxide and lime, in the proportions 3CaO : Fe 203 , readily does do. H. le 
Chatelier, and K. List obtained a calcium dichlorometafemte, CaCl 2 .Ca(Fe 02 ) 2 , or 
Ca(Cl)Fc() 2 , in bright, prismatic crystals, by dissolving calcium and ferric oxide 
in fused calcium chloride. It is not decomposed by water or air. 

H. For(*stier prepared strontium ferrite, Sr 0 .Fe 203 , and observed an irregularity 
in the dilation curve near 480®, the Curie point. The relation between the magnetic 
field and intensity of magnetization are shown in Fig, 545. H. Forestier said that 
VOL. xin. 3 N 
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the X-radiogram indicates a hexagonal lattice with the ratio a : c=0: 1*8. 
F. Martin and 0. Fuchs prepared 2Sr0.Fe208 ; and H. Borck reported a hydrated 
strontium ferrite. S. Hilpert and A. Lindner studied the X-radiograms of the 
strontium ferrites Sr 0 .Fe 203 , 2 Sr 0 . 3 Fe 203 , Sr 0 . 2 Fe 203 , and Sr 0 . 4 Fe 203 . 
E. Martin prepared barium lerrites as in the case of calcium ferrites; and 
similarly with E. J. Maumen6, and W. Mostowitsch. J. Guillissen found that 
the reaction between ferric oxide and barium carbonate begins at about 830®, 
and with barium oxide at about 1300®. The reaction was studied by J. Guillis¬ 
sen and P. J. van Rysselberghe. G. Rousseau and J. Bernheim found that if 
barium ferrate is introduced into barium chloride or barium bromide fused at 800® 
to 1300®, it rapidly decomposes with effervescence, owing to the liberation of 
oxygen, and leaves a residue of ferric oxide. If, however, about 3 grms. of 
barium ferrate are added gradually to a fused mixture of 15 grms. of barium 
chlorMe or bromide, and 5 grms. of barium oxide, and the product is treated 
with water, it yields brownish-black crystals of barium ferrite. At 1100®, about 
6 grms. of barium oxide are required to prevent the decomposition of the ferrite, 
and at an orange-red heat 12 grms. are necessary. It follows from these results, 
that whereas barium ferrate, if heated alone, decomposes into oxygen, ferric oxide, 
.and barium oxide, yet, when heated with barium oxide, it yields oxygen and barium 
ferrite. The decomposition of the ferrate in presence of neutral or slightly basic 
fluxes is analogous to the decomposition of alcoholates by dilution, but the latter is 
progressive whilst the former takes place suddenly as soon as the proportion of 
barium oxide has fallen below a certain limit. If barium carbonate is present, it 
crystallizes from the oxychloride which is formed, and the crystals are not readily 
separated from those of the ferrite. S. Hilpert prepared barium ferrite in the wet 
way as in the case of calcium ferrite. It is non-magnetic unless it has beep heated to 
800® and cooled. 8. Hilpert and A. Lindner studied the X-radiograms of the barium 
ferrites Ba 0 .Fe 203 , 2 Ba 0 . 3 Fe 203 , Ba 0 . 2 Fe 203 , Ba 0 . 3 Fe 203 , and Ba 0 . 4 Fe 203 . 
H. Forestier said that the X-radiogram of Ba0.Fe208 corresponds with a hexa¬ 
gonal lattice. H. Forestier and G. Chaudron prepared barium ferrite as in the 
case of calcium ferrite, and found that its mean magnetic susceptibility is 9-9 X10"”^ 
mass unit between 0 and 100 gauss. H. Forestier observed a break in the dilation 
curve near 445®, and this temp, is also the Curie point. The relation between the 
strength of the magnetic field, and the intensity of magnetization is shown in 
Fig. 547. S. Hilpert and co-workers studied the magnetic properties of these 
ferrites. 

H. Forestier and M. Galand prepared beryllium ferrite, Be(Fe02)2, and found 
that the crystal lattice has the structure of lepidocrocite ; so that BeO in the ferrite 
plays the part of water in lepidocrocite. The ferrite decomposes at 360° into BeO 
and Fe 203 . 8. Hilpert and co-workers studied the magnetic properties. C. F. Ram- 
melsberg described crystals of a mineral resembling magnetite which was obtained 
in the vicinity of the fumaroles of Vesuvius, and particularly about those of the 
eruption of 1855. He called the mineral rtiagnoferritey G. A. Kenngott, magne- 
ferrite^ and J. D. Dana, magnesdolerrite. The crystals and their associations 
were described by A. Scacchi, G. vom Rath, H. Biiclang, G. Leonhard, A. Lacroix, 
and F. Zambonini. Before C. F. Rammelsberg’s examination, the crystals had 
been mistaken by T. Monticelli and N. Covelli, D. F. Wiser, A. Scacchi, and 
A. Krantz, for magnetite, haematite, or martite. According to F. Cornu, magnesite 
crucibles-made from sintered magnesite contain crystals of periclase and of magnesio- 
ferrite. The analyses of C. F. Rammelsberg correspond with 3Mg0.4Fe208, but 
the presence of ferric oxide as an impurity in the samples lead him to suggest the 
formula for magnesiam ferrite, Mg 0 .Fe 203 , or Mg(Fe02)2- W. Weyl, and 8. Holgers- 
son obtained crystals by sintering at 1200° a mixture of equimolar parts of magnesia 
and ferric oxide, and heating the product with three times its weight of potassium 
chloride at 1200® in a platinum crucible for 40 hrs. K. A. Hofmann and K. Hoschele 
found that magnesium chloride is an excellent mineralizer for making crystals of 
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this spinel. Analyses were reported by T. L. Watson, G. S. Rogers, and E. Hugel. 

K. A. Hofmann and K. Hosohele heated the mixture with an excess of magnesium 
chloride; H. Muller heated ferric oxide with an excess of potassium magnesium 
sulphate; and F. Hundeshagen heated the metal with molten hydrated magnesium 
chloride. H. St. C. Deville, E. Posnjak, and R. Nacken and M. E. Griinewald 
prepared magnesioferrite crystals by heating a mixture of magnesia and ferric 
oxide in a current of hydrogen chloride. J. Morozewicz obtained crystals of 
magnesioferrite, associated with spinel, on heating silicate magma rich in ferric 
oxide, magnesia, and alumina. T. Weyl, and R. Nacken and M, E. Griinewald 
said that the constituent oxides do not react at temp, up to 1200°, but K. Endel, 

L. E. R. Dufau, C. W. Parmelee and co-workers, and C. E. Swartz and 
F. C. Krauskopf obtained magnesium ferrite by heating an intimate mixture of 
magnesia with ferric oxide above 650°—H. Forestier said that the reaction com¬ 
mences at about 350° ; W. C. Hansen and L. T. Brownmiller recommended a 
calcination temp, of 1450°. K. A. Redlich reported that some black crystals he 
observed in some magnesite refractories employed in the lining of a steel furnace 
were probably those of magnesium ferrite. 

H. S. Roberts and H. E. Merwin studied the ternary system MgO-FeO-Fe.^Og 
above 1000°, and with an oxygen pressure on the isobar 0*2 atm. They observed 
two solid soln. fields: The solid soln. J begins at MgO below 1000° and extends 
with increasing temp, towards Mg(Fe02)2 FeO. In Fig. 548, the field A is 


Fez03 

Fig. 548.-—Portion of tlio Equilibrium Diagram of the Ternary System : 

MgO-FeO-Fe, 03 . 

bounded by curve I, the Mg0-Fe203 side of the triangle. A liquid phase appears 
at 1770°, where the solid soln. contains iron oxide equivalent to 73 per cent, of 
Fe203. The sobd soln. R extends with increasing temp, from Mg(Fe02)2 towards 
the iron oxide boundary which it reaches at 1386°. Sohd soln, of about 1 per cent, 
of MgO in Mg(Fe02)2 may occur between 1750° and about 1000°. In Fig. 548, the 
field B is bounded by the curves III and V. The isotropic grains had the index of 
refraction 2*34 for Li-light X-radiograms of the crystals were obtained. It forms 
a solid soln. with 91 per cent, MgO.Al203. The structure was also studied by 
H. Forestier, and T. F. W. Barth and E. Posnjak. For solid soln. of magnesium 
ferrite with ferric oxide and with magnesia, see Fig. 548. The subject was discussed 
by H. S. Roberts and H. E. Merwin, R. Nacken and M. E. Griinewald, C. E. Swartz 
and F. C. Krauskopf, and R. Schenck and T. Dingmann. 

According to C. F. Rammelsberg, and H. St. C. Deville, the cubic crystals of 
magnesioferrite occur in octahedra, or octahedra with truncated edges. W. Weyl’s 
observations with the X-radiograms show that the crystal-lattice is of the spinel 
type. E. Posnjak found a”8*36 A., for the unit lattice containing 8 mols. 
Mg(Fe02)2 per unit cell; G. L. Clark and co-workers gave a—8*366 A.; and 
8. Holgersson gave a=8*342 A.; and L. Passerini, a=8*360 A. M. L. Huggins 
discuss^ the electronic structure. E. Posnjak found that the calculated density 
is 4*518 and the observed 4*481. L. Passerini gave 4*436 ; and S. Holgersson, 
4*53; W. Biltz and co-workers found the mol. vol. to be 44*1 with 11*3 belonging 
to MgO, and 3*28 to Fe203. The index of refraction for Li-light is 2*34. The 
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sp. gr. ranges from 4*568 to 4*654 ; A. Bergeat gave 4*998 to 5*247. The hardness 
ranges from 6 0 to 6*5. H. Forestier observed a reversible break in the dilation 
curve at about 315°. R. Nacken and M. E. Griinewald found the m.p. to be too 
high for them to obtain an equilibrium diagram of the binary system Mg 0 -Fe 203 . 
They observed no reaction occurred with the well-mixed, powdered components at 
1200°. K. A. Hofmann and K. Hoschele obtained magnesium ferrite in solid soln. 
with magnetite, and in octahedral crystals by fusing mixtures of magnesia and 
ferric oxide with an excess of dehydrated magnesium chloride. R. Nacken and 
M. E. Griinewald examined the effect of heat on various mixtures of the com¬ 
ponents and in every case obtained no complex other than Mg(P> 02)2 ; they 
employed H. St. C. ])eville\s process and obtained black, octahedral crystals of 
sj). gr. 3*6. There was evidence that between 1350° and 1450° some change occurs 
in the crystals; there was no sign of fusion at 1550°. H. S. Roberts and- 
H. E. Merwin said that this compound dissociates slightly and begins to melt at 
1750°, and they observed the formation of a solid soln. with magnesia. H. Forestier 
gave 1650° to 17(K)° for the m.p. F. Beijerinck said that magnesioferrite is a good 
electrical conductor. H. Forestier and G. (^haudron gave 1700° for the m.p. and 
added that it is stable below that temp. They observed the temp, of the magnetic 
transformation of mixtures of magnesia with 2 to 50 per cent, of ferric oxide to 
remain constant at 310°, and magne.sium feirite remains in the free state ; with 
50 to 56 per cent, of ferric oxide, the temp, rises to 400°, and a solid soln. of the 

ferrite in ferric oxide is formed ; with 56 to 100 



Mol.per cent 


Fig. r>40. The (‘urie Point with 
the MgO-Fe^Oa System. 

is non-magnetic until fused. 


})er cent, of ferric oxide, the temp, is 675° corre¬ 
sponding with that of ferric oxide alone. The 
mean magnetic su.sceptibility of magnesium ferrite 
is 54 X I0-*i ma.ss unit. The (hirie point observed 
by H. Fort'stier with different mixtures is shown 
in Fig. 519. Th(‘ relation between the strength 
of the magnetic litdd and the intensity of mag¬ 
netization is shown in Fig. 545. S. Hiljiert and 
co-worker.s, A. Serres. S. Holgersson and A. Serres, 
and E. Wilson and K. F. Herroun studiial the sus- 
<’e]itibility of magnesium ferrite. S. llilpert .said 
that magn(‘sium fiTrite prepared in the wet way 
Serres studied the magnetic ])roperties of mag¬ 


nesium ferrite. H. St. ('. Deville observed magnesium ferrite is insoluble in hot 


nitric acid ; and (’. E. Swartz and F. C. Kraii.skopf, that it is in.soluble in 
alkali-lye, and in dil. acids, but soluble m cone, hydrochloric acid. 

K. kraut added a mixed soln. of a mol of a ferric salt and 6 raols of a magnesium 
salt to potash-lye of sp. gr. 1*1, and boiled the mixture for some hours. The brown 
precipitate first formed b(‘comes white. It can be dried without change of colour 
at 120°, but if heated to redness, it becomes a rust-brown colour. Its composition 
was assumed to be that of the enneahifdrale of magnesium pentox^emte, 
5Mg0.Mg(Fe02)2.H20. It attracts carbon dioxide from the air ; it becomes green 
when in contact with ammoniumsul])hide for 24 hrs.; it is not changed by ammonia ; 
and when it is heated with ammonium chloride, it forms ferric oxide and magnesium 
chloride*. According to L. J. Igelstrom, golden yellow or silvery white scales of a 
mineral occur in the iron-mine of Langban, Wermland, Sweden, and it was called 
pyroaurite— M. F. Heddle proposed calling it igelslrimitc. The mineral approximates 
to the pentndecahydrate, 5Mg0.Mg(Fe02)2 l5H20, or Fe(0H)3.3Mg(0H)2.3H20. It 
occurs in six-sided plates belonging to the hexagonal system, or else in masses with 
a fibrous .structure —vide supra, ferric hydroxide. H. Sjogren, and G. Flink described 
the yellow to y(‘llowish-brown crystals of pyroaurite, and said that they arc optically 
negative with a low birefringence. The axial ratio is a : c~l : 1*6557. The sp. gr. 
is 2*07, and the hardness 2*5. 

P. Berthier described a mineral from Franklin Furnace, New Jersey, and named 
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it franklinite —after B. Franklin. The mineral also occurs near Eibach, Nassau ; 
and at Altenberg near Aix-la-Chapelle. It is now called franklinite. Analyses 
reported by P. Berthier, T. Thomson, H. Abich, G. J. Brush, H. Steffens, 
C. F. Rammelsberg, F. von Kobell, G. H. Seyms, G. C. Stone, and C. Palache 
correspond with (Fe,Mn,Zn)0.(Fc,Mn)203, with the zinc ferrite, Zn(Fe02)2, 
Zn0.Fe203, predominant. A. Daubree prepared crystals of zinc ferrite by passing 
the vapours of the chlorides of zinc and iron over red-hot calcium oxide ; J. J. Ebel- 
men heated a mixture of the component oxides with boric acid at a high temp.; 
F. Reich, and C. E. Swartz and F. C. Krauskopf, by strongly heating an intimate 
mixture of finely divided zinc and ferric oxides ; J. Guillissen and co-workers found 
that ferric and zinc oxides react at about 620° to 050° yielding zinc ferrite ; and 
0. C. Ralston pointed out that the zinc ferrite formed in the roasting of sulphide 
ores is difficult to extract by 5 to 10 per cent, sulphuric acid usually employed in 
the leaching of the roasted ore. The ferrite can be decomposed by treatment with 
hot 20 to 30 per cent, sulphuric acid near the b.p. ; or by hot dil. acid acting for 
a long time. The zinc fernte being ferromagnetic can be removed by magnetic 
concentration and treated separately ; or the ferrite can be decomposed by using a 
carbonaceous reducing agent- -say, by sprinkling coal-dust on the hot calcine before 
it is discharged from the roasting furnace. Y. Kato and T. Takei obtained zinc 
ferrite by heating a mixture of zinc and ferric oxides above 700% and extracting the 
product with a soln. of ammonium chloride so as to leave insoluble zinc ferrite. 
The compound forms with appreciable velocity at 600°, and rapidly above 700°. 
The reaction was studied by J. Guillissen and P. J. van Rysselberghe, G. L. Oldright 
and D. P. Niconoff, E. H. Hamilton and co-workers, G. Murray and D. McIntosh, 
C. W. Parraelee and co-workers, V. Tafel and H. Grosse, and K. List. W. Florence 
reported that he had obtained crystals by fusion in a mixture of lead oxide and 
borax. According to A. Gorgeu, the crystals are formed when a soln. of a mol 
of sodium sulphate, 1 to 2 mols of zinc sulphate, and 0-25 to 0*5 mol of ferric 
sulphate is evaporated to dryness, and the product tused at a cherry red-heat, 
a small quantity of the mixture being removed from time to time and treated 
with boiling water. When nothing but octahedra appear in the liquid, together 
with some basic zinc sulphate, fusion is stopped, and the cooled mass is extracted 
with boiling water, the basic zinc sulphate being removed by means of dil. 
acetic acid. The formation of zinc ferrite under these conditions is due to the 
action of the ferric oxide, formed by the decomposition of the ferric sulphate, on 
the mixture of sodium sulphate and basic zinc sulphate. The ferrite can, in fact, 
also be obtained by the action of powdered luematite on a mixture of zinc and 
sodium sulphates, fused at a cherry red-heat. If the haematite contains sand, 
crystals of willemite appear after the formation of franklinite, and before the 
formation of crystallized zinc oxide. This fact assists in explaining the association 
of these three minerals in certain veins. Franklinite can also be formed from zinc 
chloride or fluoride. The chloride is heated in moist air with ferric chloride, or with 
powdered luematite. In the case of the fluoride, 4 jiarts arc mixed with 6 parts 
of potassium fluoride, and 2 parts of ferric fluoride or 1 part of ferric oxide. Any 
crystals of zincite which are formed are removed by treatment with dil. acetic acid. 
A franklinite identical with the natural mineral is obtained by fusing together 
sodium sulphate and 10 per cent, each of zinc, manganese, and ferric sulphates, 
and adding a small quantity of a reducing agent, such as ferrous sulphide, during 
fusion. The small quantity of ferrous oxide thus formed combines with some of 
the ferric oxide and forms magnetite, which crystallizes with the zinc ferrite. 
K. List, and H. Forestier and G. Chaudron obtained zinc ferrite by adding sodium 
hydroxide to a mixed soln. of zinc and ferric chlorides, and strongly heating the 
precipitate ; and S. Hilpert Uvsed a somewhat similar method. J. S. Wells reported 
the compounds 2Zn0.Fe203, and 4Zn0.Fe203. 

Franklinite is an iron-black mineral wuth a reddish-brown or black streak; 
artificial zinc ferrite is reddish-brown with a yellowish-red streak. Franklinite 
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may occ^r in coarse or fine granular or compact masses, and in octahedral crystals 
belonging to the cubic system. There is an octahedral pseudo-cleavage or parting 
as with magnetite. F. Becke found that the corrosion figures with 17*5 per cent, 
hydrochloric acid resemble those of spinel or magnetite; and 0. Miigge obtained 
similar results with potassium hydrosulphate, etc. Observations on the crystals 
were also made by A. H. Phillips, F. R. van Horn, W. J. Mead and C. 0. Swanson, 
and H. Mierke; and J. Konigsberger studied the optical anisotropy. A. Gorgeu 
said that the artificial crystals appear in regular octahedra modified by facets of the 
rhomboidal dodecahedron. P. F. Kerr studied the X-radiograms. E. Posnjak 
found the cubic space-lattice is of the spinel type with eight molecules per unit cell, 
and with a=8*41 A. ; G. L. Clark and co-workers gave a—8*423 A. ; and S. Holgers- 
8011 gave a~8*403. M. L. Huggins discussed the electronic structure. The 
calculated density is 5*349, and the observed 5*290. G. C. Stone gave 5*09 to 
5*215 for the sp. gr. of franklinite ; A. Gorgeu, 5*09, and for artificial zinc ferrite, 
5*33, while J. J. Ebelmen gave 5*12. W. Biltz and co-workers found that the mol. 
vol. is 44*6, of which 14*3 belongs to ZnO, and 30*3 to Fe 203 . The hardness of 
franklinite is 5*5 to 6*5 ; and of artificial zinc ferrite, 6*5. H. Forestier observed 
no anomaly on the dilation curve up to 800"". G. Spezia said that the mineral is 
infusible before the blow-pipe. E. S. Larsen gave 2*36 for the index of refraction ; 
and E. Posnjak, 2*31 for Li-light. E. T. Wherry found franklinite to be a medium 
radiodetector. F. Beijerinck found that the mineral is a good conductor of 
electricity, particularly at high temp. E. E. Fairbanks gave >81 (water 81) for 
the dielectric constant. A. Gorgeu said that the artificial ferrite is non-magnetic, 
while franklinite is magnetic ; S. Hilpert found that artificial zinc ferrite is non¬ 
magnetic until it has been fused; and H. Forestier and G. Chaudron stated that 
zinc ferrite gives a magnetization-temp, curve with no discontinuity, and which is 
reversible throughout. The mean magnetic susceptibility of zinc ferrite is 
0*16 X 10~3 mass unit. F. Stutzer and co-workers found the coeff. of magnetization 
of franklinite to be 35*64x10“® ; and E, F. Herroun and E. Wilson, the magnetic 
susceptibility to be 455 X 10"®, and W. R. Crane, 33 X 10~®. According to Y. Kato 
and T. Takei, the most highly magnetic products are obtained by heating zinc and 
ferric oxides in the proportion 2 : 3. The product obtained by heating this mixture 
at 1130° and then quenching, was black and almost non-magnetic, but if allowed to 
cool slowly in the air it was reddish-brown and either magnetic or non-magnetic, 
according to the rate of cooling. Black specimens turned reddish-brown and 
became more magnetic when heated at 450°. The magnetic character of the brown 
specimens is attributed mainly to mechanically mixed ferric oxide. Magnetite can 
form solid soln. with zinc ferrite and thereby greatly increase its magnetic character. 
S. Hilpert and co-workers, and S. Holgersson and A. Serres studied the magnetic 
properties of the ferrites. H. Kittel and 6. F. Hiittig said that mixtures of the 
component oxides when calcined at 620° show no marked change in magnetic 
properties or in their X-radiograras ; at 620° to 670°, the magnetic susceptibility is 
increased; and at 670° to 770°, the compound becomes ferromagnetic, and there is 
a change in internal structure. H A. J. Wilkens and H. B. C. Nitze discussed the 
magnetic separation of franklinite. H. Forestier could not fix a definite Curie point. 
A. Gorgeu said that zinc ferrite is attacked very slowly by acids; franklinite dissolves 
in hydrochloric acid with the evolution of a little chlorine—this is attributed to the 
effect of the admixed manganic oxide. C. E. Swartz and F. C. Krauskop found 
that zinc ferrite can be partially decomposed by calcium oxide or magnesium oxide 
at 850°. V. Tafel and H. Grosse observed that at 1050°, zinc ferrite is reduced by 
charcoal as rapidly as zinc oxide, but below this temp., it is reduced more slowly ; 
zinc oxide is more easily reduced by metallic iron; the addition of some lime to the 
ferrite favours reduction. The transformations of franklinite in nature were dis¬ 
cussed by J. Roth ; and A. R. Leeds reported a pseudomorph of franklinite after 
calcite. 

H. Forestier and G. Chaudron prepared cadmium ferrite^ Cd(Fe02)2> by the 
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methods they employed for zinc ferrite. The magnetic properties disappear on 
heating, and ultimately disappear at the Curie point, about 4(X)°, but are restored 
on cooling; the heating and cooling curves give coincident curves unless heated 
above the Curie point, when this point is depressed, and by keeping the ferrite at a 
high temp, for some time it can be transformed into a paramagnetic form. 
E. Posnjak found that the cubic space-lattice is of the spinel type with 8 mols. 
per unit cell, and a=8*67 A.; the calculated density is 5*835, and the observed, 
5*764. 8 . Holgersson gave a=8*731 A. W. Biltz and co-workers found the mol. 
vol. is 50*0, of which 15*8 belongs to CdO, and 34*2 to ¥ 0203 . H. Forestier said that 
the lattice is hexagonal with the ratio a : c=l: 1*64. Paramagnetic cadmium ferrite* 
loses its magnetism when heated. There is an allotropic change with the ferro¬ 
magnetic state unstable. The index of refraction with Li-light is 2 * 39 . H. Forestier 
observed that the magnetic transition temp, is not reversible, being about 250"" 
on the heating curve, and 150® on the cooling curve. The relation between the 
strength of the magnetic field and the intensity of magnetization is shown in Fig. 545. 

No aluminium ferrite has been prepared. A. Salve tat observed the bleaching 
action of alumina on ferric oxide. A. Bechamp found that freshly precipitated 
aluminium hydroxide added to a dil. or cone. soln. of ferric chloride slowly with¬ 
draws the iron from soln. as hydrated ferric oxide, but the reverse action does not 
occur, since freshly precipitated ferric hydroxide does not dissolve in dil. or cone, 
soln. of aluminium chloride. In some of the bauxites 


analyzed by P. Berthier, H. St. C. Deville, and 
M. von Lill, some ferric oxide seems to replace 
alumina isomorphously. According to N. Kiihnl and 
W. Pauli, when precipitated aluminium hydroxide is 
peptized with feme chloride, or ferric hydroxide 
with aluminium chloride, brown sols are obtained 
containing roughly equivalent amounts of aluminium 
and iron, the proportions varying with the mode of 
preparation. In the replacement of chlorine by 
coagulating anions, and in the relations exhibited by 
the transport numbers, and the size of particles, these 
sols resemble pure ferric hydroxide peptized sols. 
It is suggested that the sol particles have the same 
constitution as solid soln. H. Forestier observed that 



O3 or Cr^ O3 molar per ceni 


Fio. 550.—Anomalous Point 
in the Dilation Curve of 
Mixtures of Ferric Oxide 
with Aliuninium and Chro¬ 
mium Oxides. 


the break in the dilation curve of different mixtures 


varied as indicated in Fig. 550. S. Hilpert and co-workers studied the 
magnetic properties of the aluminium ferrites or sohd soln.—AloOs.SFe^^Og. 
The mineral hercynite^ analyzed by B. Quadrat, and synthesized by J. J. Ebel- 
men, is a ferrous aluminate— 6 , 33, 12. According to H. Warth, when mixtures 
of alumina and ferric oxide are heated before the blow-pipe, they become pure 
white in colour provided the proportion of the ferric oxide does not exceed 7 per 
cent.; beyond that stage, the mixtures arc brown after they have been heated. 
The bleaching actiob of alumina on ferric oxide was observed by A. Salvetat, and 
attributed by L. A. Keane, F. H. Scheetz, and J. H. Yoe, to be due to the fine 
particles of peptized ferric oxide being prevented from agglomerating to red ferric 
oxide by alumina. For ferric aluminate, vide infra, ferric chloride. 

According to E. D. Campbell, if a soln. of lime in molten 5 Ca 0 . 3 Al 203 contains 
alumina and ferric oxide in the molar proportion 1 : 3, and is slowly cooled, a solid 
soln. of ferric oxide and alumina crystallizes out in the ratio 1 : 7 until the ratio in 
the soln. has increased to 1 ; 3-5, when crystals of the solid soln. in this ratio crystal¬ 
lize out, and the ratio in the soln. has attained 1 : 1 at about 1370®. The solubility 
of calcium oxide in fused calcium aluminates in which part of the alumina is replaced 
by ferric oxide is less than in pure aluminates. H. Forestier and G. Chaudron 
found that the presence of alumina in ferric oxide does not lower the transition 
point, 675®, of ferric oxide if the mixture has previously been heated to 400®. This 
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is taken to show a m6re juxtaposition of the two oxides, not solid soln. Mixtures 
heated to 700° afford evidence of the formation of solid soln., which is completed 
at 900° in 2 hrs. The addition of up to 12 per cent, of alumina decreases the tran¬ 
sition point to 575°, but further additions produce no other change. H. le 
Chatelier believed that a calcium alumiuatoferrite, 3Ca0.Al208.Fe203, exists; 
while E. S. Shepherd and co-workers observed that calcium oxyferrite, 2 CaO.Fe 203 , 

reacted with 5Ca0.3Al203. W. 0. Han¬ 
sen, and L. T. Brownmiller and R. H. 
Bogiie studied a part of the ternary 
system: Al203-Fe20s-Ca0, and their 
results are summarized in Fig. 551. 
The area J is the zone where calcium 
oxide occurs as primary phase ; B, the 
aluminate, 3(-\i0 AI2O3 ; f*, the alumin- 
ate, bCaO.SAIoOa; D, the complex 
4CaO Al203.Fe203 ; and 7i\ the zone of 
solid soln. of 4(Vi0.Al2()3.Fe203 and 
2Ca().Feo()3. The dotted line is nol a 
true boundary line since, owing to the 
formation (d a continuous series of 
solid soln.. there can be no Iria* boun¬ 
dary line separating the fi(‘lds where 
4Ca0.Al203.Feo03 and 2(^aO.Fe203 
occur as primary phases. (Vystalline 
calcium aluminatoferrite, 4Ca() AI2O3.- 
Fe203*- also called brownmillerite- is readily formed by heating a mixture of its 
components below 1400". It h<as a sj). gr. 3*77, and it melts congruently at 1115°. 
The compound is biaxial, and negative ; it has a medium ojitic axial angle ; there 
is occasional polysynthetic twinning, and the ]>rismatic grains ha\o the extinction 
angle against the prismatic’ faces \erv small , tlie jileoc’hroism y is brown, and 
a, yellowish-brown. The indices of ndniction an*: a /3 2*0|, and y 2-04 

for Li-light; and a—1*98,/3 2*0.5, and y 2*08 for the yellow meicurv liiu’. A 578. 

8. Solacoln established the individuality of this salt. It is stable in the presence 
of an excess of lime, and forms solid soln with dicalcium ferrite. Ac’cording to 
W. C. Hansen, and L. T. Browuimiller and H. H. Bogue, the f.p c urve of c alcium 
aluminatoferrite with calcium oxide forms a eutectic mixture melting at 1395°, 



Fig. 551.— Phase Diagram of a Portion of 
the Temar\' SysUmi ; CaO-AloOg-FejOa. 



Fio. 552.—Freezing-point Curves of the 
System : 4 CaO.Al 20 o.Fpj 03 and CaO. 
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Fig. 553.—Melting-j)oints and Refractive 
Indices of Solid Solutions of 4CaO.- 
AljOj.FejO, and 2 CaO.Feji 03 . 


Fig. 552. Mixtures of calcium aluminatoferrite, and calcium oxyferrite. Fig. 553, 
form a complete series of solid soln. The oxyferrite dissociates at 1435° into 
calcium oxide and liquid. The indices of refraction of the solid soln. are shown in 
Fig. 553. Those rich in 4 Ca 0 .Al 203 .Fe 203 are negative, those rich in 2 CaO.Fe 203 
are positive. Mixtures of calcium aluminatoferrite with calcium dioxytrialuminate, 
5 Ca 0 . 3 Al 203 , or 2Ca0.3Ca(A102)2> have a eutectic at 1335®, Fig. 554. With the 
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system calcium aluminate and ferrite, Fig. 555, there is a eutectic at 1205°. 
W. C. Hansen and L. T. Brownmiller made a partial study of the f.p, of the system ; 



Fig. 554.—Freezing-point C’urve of tlie 
Sywtein : fCa().Al20j.Fe./).j and 5(’aO,- 

:ui203. 



Fio. 555.— Freezing-point (’urv<* of tiu* 
System : ('aO.FeoO, and CaO.Al^Oj. 


M^O- 4 (^iO.Al 2 ():i FooO^, und the reMilts are summarized in Fig^ r)5(>. The solid 
soln. dissociate at 1370^; and undergo a thermal change at 1300^. A calciutn 
magnesium aluminatoferrite, 4Ca0.2Mg0 Al^O^.FeoOg, is formed, wliich dissociates 
at 1370', and clianges from an a- to a /3-form at 1300'^. Its s]). gr. is 3-72 ; the 
crystals are uniaxial or biaxial, with a very small optic axial angle ; a -1-92, and 
y 1 *97 for Li-light. The pleochroic crystals have 
a- yellowish-brown, and y dark brown almost 
opaque. The X-radiograms were examined. 

T. F. W. Barth and E. Posnjak studied the ferrites 
and favoured the structure Fe"MgFe 04 . 

H. von Wartenborg and W. Gurr observed that 
no zirconium ferrite is formed by heating mixture.s 
of the constituent oxides—see Fig. 530. 8 . Hilpert 
and co-workers studied th(* magnetic properties of 
t he stannic ferrites, 8 n(). 2 . 2 P >.203 and Sn 02 . 3 Fe 20 :^ 

According to K. last, lead ferrite, Pb(PV() 2 )o, is 
formed by the action of lead oxide on a soln. of 
ferric chloride ; according to O Proske, when lead 
sulphate is decomposiHl by ferric oxide , and, 
according to H. Forestier and G. Chaudron, and 
S. Hilpert, by adding alkali-lye to a mixed soln. 
of lead and ferric chlorides, and heating the pre¬ 
cipitate to rediK'ss. II. Pooresti(‘r said that the 
X-radiograms correspond with a hexagonal lattice. 8 . Hilpert and A. Lindner 
examined the X-radiograms of the lead ferrites: PbO Fe^O^, PI) 0 . 2 PV 203 , and 
Jd) 0 . 8 PV 203 . E. J. Kohlmeyer obtained cooling eur\'es of mixture.s of lead and 
ferric oxides, and obtained evidence of the possible existence of compounds with 
the molar ratio, PbO : ^ ■ h 3 : 2, 1 : 1, 2 : 3, and 1 : 2. The microstructure 
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Fig. 55l>.—Frc‘ezing-point Curves 
of the System : 

MgO tC’aO.AlgOa.FegO,. 


of the mixtures agrees wdtli these results, 
were : 


The sp. gr. and sp. vol. of the mixtures 


PbO . . 100 75 00-22 51-48 40-12 28-20 18-39 9 71 

Sp.gr. . 9-514 8-170 7-890 0-930 0-337 5-974 5-401 5-353 

Sp.vol. . 0-105 0-122 0 137 0-141 0 158 0-107 0-177 0-187 

The curve with full data has breaks corresponding with 3 : 1, 3 : 2, and 2 : 3. The 
hardness increases with increasing proportions of ferric oxide. The curve of the 
relative magnetic permeabihties has a small maximum with the 1: 1 compound, 
and there is a break corresponding with the 1: 2 compound. E. J, Kohlmeyer, and 
M. Feiser observed that the lead is less volatile than it is with litharge. According 
to E. J. Kohlmeyer, the colour of all the mixtures in hydrogen darkens at 220'’; and 
at 260° to 280° some metal is formed. When heated in air or oxygen some red 




922 


INORGANIC AND THEORETICAL CHEMISTRY 


lead is formed, and water extracts a little lead oxide ; if exposed to air and water, 
a skin of basic lead carbonate is formed; boiling cone, hydrochloric acid, extracts 
the lead oxide; hydrogen sulphide blackens the moist powder; and nitric acid 
extracts most of the lead but leaves a little behind as lead ^oxide. The lead ferrites 
are decomposed when heated with silica. H. Forestier observed no break in the 
dilation curve up to 600° ; the Curie point is at 335°, and it is nearly reversible. 
The relation between the strength of the magnetic field and the intensity ot magneti¬ 
zation is shown in Fig. 545. H. Sachse studied the Curie point; and S. Hilpert 
and co-workers, the magnetic properties. A. Serres studied the magnetic properties 
of lead ferrite. L. J. Igelstrom, and G. Aminof! described a mineral from the 
Jacobsberg mine, Nordmark, Wermland, Sweden. He called it plumbolerrite. 
Its composition approximates Pb(Fe02)2 in which part of the lead is replaced by 
calcium, magnesium, mangane8e(ous), and iron(ou8). It occurs in nearly black, 
cleavable masses, with a red streak, and a hardness of 5. K. Johansson calculated 
from the analysis the formula (Pb,Mn,Fe) 0 . 2 Fe 203 . The axial ratio of the hexagonal 
crystals is a : c=l: 3*9719 ; and the X-radiograms correspond with a hexagonal 
lattice havingrt=ll*86 A., andc=47*14 A., or a : c=l : 3*9747. There are 42 mols. 

or 504 atoms in each elementary parallelopipedal 
cell. The sp. gr. is 6*07. The mineral acts feebly 
on a magnet. According to H. Forestier and co¬ 
workers, the magnetization decreases as the temp, 
rises, and disappears at the Curie point; the 
heating and cooling curves coincide; and the 
mean magnetic susceptibility is 1*2 xlO-^ mass 
unit. S. Hilpert said that lead ferrite prepared 
in the wet way is non-magnetic until fused. The 
transformation point of lead ferrite is near 200®. 
A mixed lead and cupric ferrite is as strongly 
magnetic as pure cupric ferrite if rapidly cooled 
from 1000°, but loses this property if slowly 
cooled, or if melted at 1300°. The permeability 
is restored by heating to 900° and slowly cooling. 
H. Sachse, and S. Hilpert studied the subject. 
G. Aminofi described magneto-plombite as a 
related mineral from Langban, Sweden. It has a complex composition approxi¬ 
mating 2 R 0 . 3 Fe 203 or 3 R 0 . 4 Fe 203 —the X-radiogram favours the former. It 
occurs in black, acute, hexagonal pyramids with the axial ratio a: c==l: 3*91; 
the basal cleavage is perfect. The X-radiogram indicates a holohedral, hexagonal 
crystal with a unit cell of dimensions a=606 A., and c==23*69 A., containing four 
mols. 2 R 0 . 3 Fe 203 . The streak of magnetoferrite is brown; the sp. gr., 5*517 ; 
and the hardness, about 6. UnUke plumboferrite, magnetoferrite is strongly 
magnetic. K. Johansson described a mineral from Jacobsberg, Wermland, and 
he called it h&inatophamte. It occurs in thin plates with a mica-like cleavage. 
The mineral is dark reddish-brown; the powder is yellowish-red. When in very 
thin plates, the colour by transmitted light is blood-red. The analysis corresponds 
with lead chloroferrite, Pb(Cl, 0 H), 4 Rb 0 . 2 Fe 203 . The tetragonal crystals have 
the axial ratio a : c=l : 1*95, and the X-radiogram shows that the lattice has 
a=7*801 A., and c=15*23 A., or a :c~l : 1*952. There are 3 mols. in each 
parallelopipedal cell. The sp. gr. is 7*70 ; and the hardness, 2 to 3. 

No chromic ferrite has been prepared— vide ferrous chromite. H. Forestier 
and G. Chaudron observed that the addition of chromic oxide to ferric oxide lowers 
the transition point of ferric oxide 230° when 40 per cent, has been added, and there 
is no sharp break in the temperature-chromic oxide curve. With high percentages 
of chromic oxide, the effect on the transition point is less. Ferric and chromic 
oxides are miscible in all proportions in agreement with the fact that the ratio of 
their mol. vols. is nearly unity. H. Forestier observed that the anomalies in the 



Fig. 557,—Freezing-point Curve 
of Mixtures of Lead and Ferric 
Oxides. 
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dilation cutves of different mixtures of chromic and ferric oxides vary as shown in 
Fig. 560. 8. Hilpert and A. Wille studied the subject. The chromitite of M. Z. Jovicic 
is a mineral from Western Siberia whose analysis corresponds approximately with 
Cr 208 .Fe 208 , but the ferrous and ferric iron were not separateihin the analysis— 
vide chromite. A. Wolff prepared some tongstatolorrites — vide tungstates, 11 . 
62, 14 and 16. 

J. H. Andrew and co-workers observed that manganous and ferrous oxides 
form solid soln.; and P. Oberhoffer and 0. von Keil made some determinations of 
the m.p. of mixtures of the oxides. K. List added alkali-lye to a mixed soln. of 
equimolar proportions of manganous and ferric chlorides and obtained a dark 
brown precipitate, which, after calcination, was regarded as a magnetic manganOfUl 
ferrite, Mn(Fe 02)2 J but S. Hilpert regarded it as a ferrous manganite. E. Diep- 
sohlag and E. Horn, and C. W. Parmelee and co-workers, observed that at a 
high temp., manganous and ferric oxides unite to form the ferrite. B. Wilson 
and E. F. Herroun studied the magnetic susceptibility of manganese ferrite 
A. Damour described a black mineral, jacobsite, from Jacobsberg, Wermland, 
Sweden. Analyses were reported by A. Damour, C. F. Rammelsberg, 0. Lind- 
strom, L. J. Igelstrom, G. Flink, and F. Kovar, and the results agree with 
(Mn,Fe)0.(Fe,Mn)208. The distorted octahedral crystals belong to the cubic 
system. K. Johansson gave MgFe 204 -f(Mn,Fe)Fe 204 . 

The X-radiograms of the cubic crystals indicate a lattice 
of ride a=8-42 A., L. Passerini gave a=8*515 A.; and 
the lattice is of the magnetite type, with 8 mols., ^ 

(Mg,Mn)Fe 204 , per unit cell. The sp. gr. is 4*76; 

L. Passerini gave 4436. 8. Holgersson gave for artificial ^ 

Mn(Fe02)2. fl^=8-572 A.; and G. L. Clark and co-workers, ^ 

a=8457 A. A. Damour gave for the sp. gr. 4*75, and 
for the hardness, 6. W. Biltz and co-workers gave 47-3 i 
for the mol. vol., of which 13'3 belongs to the MnO, 
and 34-0 to Fe 203 . H. Forestier gave 54x10“® for the Fio. 668.— -Freezing-point 
magnetic susceptibility. S. Hilpert and A. Wille studied Curves of Mixtures of 

the magnetic properties. According to F. A. Genth, a Ferrous and Ferric 

variety of black Eisenmulm can be represented as a 

manganiferous magnetite, (Fe,Mn) 0 .Fe 203 ; its sp. gr. was 3-76 ; and M. Weibull, 
E. Hugel, and A. H. Chester also described manganiferous magnesian magnetites, 
(Fe,Mn,Mg) 0 .(Fe,Mn) 203 . W, M. Bradley described a mineral, skemmatite, from 
Iva, South Carolina. Its composition is 3 MnO 2 . 2 Fe 2 O 8 . 6 H 2 O, and it is an 
alteration product of pyroxmangite, (Fe,Mn)Si 03 . Its hardness is 5-5 to 6; and 
it is soluble in hydrochloric acid. P. E. Wretblad observed no sign of the 
formation of manganic ferrite, Mn 208 .Fe 203 . 

For ferrous ferrite, Fe(Fe02)2, supra, magnetite, and ferric oxide, and 
hydroxide. According to 8. Hilpert, ferric hydroxide prepared by oxidizing freshly 
precipitated ferrous hydroxide with ammonium persulphate is non-magnetic, but if 
first oxidized by air to the Fe 304 - 8 tage, the persulphate gives a highly magnetic 
product which becomes ordinary ferric oxide at 400°. The ferric hydroxide obtained 
by the action of air on ferrous carbonate is non-magnetic if rapidly prepared, but if 
oxidized slowly so that ferroso-ferric oxide is first formed, the final product is 
magnetic. The magnetic ferrites all contain Fe 203 as an acid-forming oxide, and it 
is probable that the magnetic ferric oxides described also retain the same constitu¬ 
tion : 2 (Fe 0 ++ 2 (Fe 208 )“'+ 0 =(Fe 20 s+. 2 (Fe 208 )~; this molecular arrangement, 
however, being unstable, was changed on heating. The results of E. J. Kohlmeyer 
are summarized in Fig. 558, where there are indications of the formation of the 
ferrous ferrites, FeO : Fe208=l: 1, 3:4, and 3: 5 — vide supra, solid soln. of ferric 
and ferrous oxides; and also ferrosic oxide. 

Ferrous ferrites can be obtained: (i)^om orthohydroxide, F. Wohler, J. Lefort, 
and L. A. Welo and 0. Baudisch obtained ferrous ferrite by treating a mixed soln. of 
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ferrous and ferric salts with alkali-; A. Krause and co-workers by the action of an 
excess of ammonia on a mixture of peptized yellow ferric metahydroxide in 
0*01A^-HC1 and ferrous chloride at 18° ; and E. Deiss and G. Schikorr obtained it 
by mixing hydrodols of ferrous hydroxide and ferric orthohydroxide. The product 
is brownish-black. The ferrous ferrites can also be obtained (ii) from meiahy dr oxide, 
J. Liebig and F. Wohler, and R. Bottger obtained ferrous ferrite by treating a soln, 
of a ferrous salt with alkali-lye, and oxidizing the boiling mixture with oxygen; 
and A. Krause and co-workers, by treating a mixed soln. of ferrous and ferric 
chlorides with an excess of aq. ammonia at 18° ; and E. Kaufmann and F. Haber, 
by treating a soln. of ferrous sulphate with ammonia, and oxidizing the boiling 
mixture with sodium nitrate. The product is deep black with a bluish streak. 

A. Krause and J. Tulecki found that the ferrite prepared from the orthohydroxide 
is more hydrated than the other ferrite. The ferrite obtained from the meta- 
hydroxide, unlike that from the orthohydroxide, is stable in air and not readily 
oxidized. The ferrite from the metahydroxide contains rather more ferrous iron 
than that from the orthohydroxide. The preparation richest in ferrous iron had 
the composition FeO : Fe^iO^ : HoO— 1 : 1*13 : 0-54, or Fe"(Fe'"() 2 ) 2 .^/n 2 C. Both 
types are ferromagnetic. W. Riltz and co-workers gave 45*1 for the mol. vol. 
of ferrous ferrite, and of this, 12*0 belongs to the FeO, and 33-1 to the FcoOs. 

T. F, W. Barth and E. Poanjak discussed the titanium salt, FeTiFe 04 , or 
Ti(Fe 02 ) 2 - —titanium ferrite. E. J. Kohlmeyer also reported a lead ferrous 
ferrite, Pb 0 .Fe 0 . 4 Fe 203 . For fi^rric orthoferrite, Fe(Fe 03 ), see magnetic ferric 
oxide. H. Forestier and G. Chaudron found the mean magnetic susceptibility to 
be 80xl0”3 mass unit. S. Hilpert’s product was obtained by precipitating a 
soln. of a mixture of ferrous and ferric salts with soda-lye. Tlu‘ black precipitate 
becomes red when calcined in air, and its magnetic transformation point is 525®. 

According to S. Hilpert, if a colloidal soln. obtained by treating an aq. soln. 
of cobaltous nitrate and ferric chloride with A^-NaOH ivS treated with ammonia, 
the precipitated cobaltous ferrite, Co(Fe 02 ) 2 , i'^ distinctly magnetic. 8 . Hilpert 
and A. Willc studied the magnetic properties. The amor])hous lilack powder when 
dried and heated to 280° to 290° loses its magnetic properties, but they are r(‘stored 
on coohng. 8 . Holgersson found the spinel-like crystals had the lattice parameter 
a=8*359 A., G. Natta and L. Passerini gave a—8-36 A.; the vol., 584 x 10-24 c.c. ; 
and sp. gr. 5*19. S. B. Hendricks and W. H. Albrecht gave a-=-8*35 A , and sp. gr. 
5*5. R. J. Elliot obtained cobaltous ferrite by joint precipitation, witli ammonia, 
from a mixed soln. of cobaltous and ferric salts and heating the mixture in a 
crucible. The sp. gr. is 4-82 at 10°. W. Biltz and co-workers gave 44*5 for the 
mol. vol., of which 11*7 belongs to the CoO, and 32*8 to the Fe 203 . When heated 
in a current of hydrogen sulphide, it forms a magnetic sulphide*. S. ^'eil observed 
that the magnetization coefif. of the ferrites are more than 1000 times as great 
as those of the pure constituents. There is a maximum in the magnetization 
coeff. of calcined mixtures of the constituent oxides of cobalt ferrite corresponding 
with that of the pure ferrite. E. V. Shannon discussed the formation of ferro¬ 
magnetic cobalt ferrite. S. B. Hendricks and W. H. Albrecht found that the 
X-radiograms of cobalt ferrite prepared by adding a mixed soln. of cobalt chloride 
and ferrous ammonium sulphate to boiling sodium hydroxide, are analogous to 
those of C 03 O 4 and Fe 304 . Cobalt ferrite is paramagnetic. The compound cannot 
be completely dehydrated at 100°, the re. dual water being merely adsorbed. The 
magnetic susceptibility of preparations oxidized in varying degree indicates an 
increase of this property with diminishing content of Co 203 . 2 Fe 203 , the value for 
the homogeneous material being 45*6x10“® mass unit. The oxidized product 
exhibits the same X-ray spectrum as the oxide, CoO.Fe 203 , but the lines are less 
sharply defined. When the substance is heated, the lines become more distinct 
and completely identical with those of the lower oxide if the temp, has been raised 
above 250°. The magnetic properties were examined by S. Hilpert, P. Martin, 
S. Veil, and E, F. Herroun and E. Wilson. S. B. Hendricks and W. H. Albrecht 
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prepared what may be cobaltic ferrite, CogOg.FegOg, in the homogeneous state, by 
adding potassium persulphate to the soln. employed for making cobaltous ferritp. 

H. Forestier and G. Chaudron prepared nickelous ferrite, Ni(Fe02)2, by adding 
alkali-lye to a mixed soln. of nickelous and ferric chlorides, and heating the pre¬ 
cipitate to redness. L. Passerini found that the space-lattice of the cubic spinel 
has the side 8-340 A. ; the vol. 580-09 xl0~24 c.c.; and sp. gr. 5-268. H. Forestier 
said that the salt has a spinel lattice. W. Biltz and co-workers gave 44-7 for the 
mol. vol., of which 11-0 belongs to the NiO, and 33*7 to the Fe 203 . J. A. Hedvall, 

K. List, and 8. Holgersson prepared brown magnetic nickel ferrite in a similar 
manner. II. Forestier and G. Chaudron found that its mean magnetic suscepti¬ 
bility is 78 X 10"3 mass unit; and its magnetic transition point is 590°. H. Forestier 
observed a break in the dilation curve near 590°, and the Curie point is about the 
same temp. The relation between the strength of the magnetic field and the 
intensity of magnetization is shown in Fig. 545. Nickel ferrite is stable at a high 
temp. A. 8erros, and H. Sachse also studied the Curie point, and 8. Hilpert and 
A. Wille, the magnetic properties. 8. Veil obtained results with the magnetization 
coefi. of nickel ferrite similar to those which she obtained with cobalt ferrite. 
W. Stahl, and A. 8erres studied the nickel ferrites. A. F. Grosse described a 
black nickel magnetite which was called trevorite. Analyses by A. F. Grosse, and 
T. L. Walker correspond with Ni(Fe02)2 E. V. Shannon discussed the formation 
of ferromagnetic trevorite. Its sp. gr. is 5-165, and its hardness 5. 

Higher oxides than ferric oxide have been assumed to exist. Thus, C. Zimmer- 
mann 2 explained the reaction between potassium permanganate and ferrous chloride 
in tin* presence of hydrochloric acid on the assumption that a higher iron oxide 
was formed ; J. Erode, the action of hydrogen dioxide on a soln. of ferric chloride; 
A. Bach, the action of air on iron ; and C. W. Bennett and W. 8. Burnham, and 
W. I). Bancroft, the action of nitric acid on iron. Although the oxide with quadri¬ 
valent iron, iron dioxide, FeOo, has not been prepared, some salts— perferrites 
— su])posed to contain this oxide as an acid anhydride have been reported by 

L. Moser and 11. Hoick. According to G. Bellini and D. Meneghini, when hydrogen 
tboxide acts on ferrous or ferric chloride, or on ferrous or ferric hydroxide, there 
is formed*a \erv unstable, ])ale red substance resembling colloidal ferric hydroxide, 
but having the properties of a true peroxide. The composition could not be 
establislied with certainty, but experiments show that the ratio Fc: 0 is not less 
than 2 and not greater than 3. It is thought that the product is inm petoxide, 
O-Fe-0 0 Fe:0, or 


They also found that an alcoholic soln. of ferrous chloride exhibits a yellowish-green 
coloration, the intensity of which is only slightly diminished by intense cold ; with 
ferric chloride, the soln. has a yellowish-brown colour, which fades appreciably on 
cooling. The soln. of the ferrous salt reacts energetically with hydrogen dioxide, 
developing a considerable amount of heat and an intense brown coloration, which 
IS not sensibly lightened by cooling; the soln. of the ferric salt reacts feebly 
with hydrogen dioxide, the liquid obtained not differing appreciably from the 
original soln., and losing its colour in the same way on cooling. This behaviour 
indicates that some sort of chemical combination takes place between the ferrous 
salt and hydrogen dioxide, whilst with ferric chloride such combination takes place 
either not at all or only extremely slowly. W. Manchot and F. Glaser supposed 
that the dioxide is formed when ferrous compounds are oxidized with free oxygen ; 
L. Losaua, as ferrous ferrate, Fe(Fe 04 ), when barium ferrate is treated with a soln. 
of ferrous nitrate ; and C. A. 0. Resell, when barium ferrate is treated with a soln. 
of ferric chloride. In connection wdth the ferrates obtained by L. Losana —vide 
infra —ferrous ferrate, Fe(Fe 04 ), has the ultimate composition Fe 02 ; and ferric 
ferrate, Fe 2 (Fe 04 ) 3 , the ultimate composition Fe 50 j[ 2 - 
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According to L. Moser and H. Borck, if a mixture of cone. soln. of a mol of ferric 
nitrate and 1 to 2 mols of strontium nitrate be evaporated to dryness, and the 
finely powdered residue heated to a temp, not exceeding 600®, in a current of oxygen, 
until all the nitrogen oxides are expelled, a compound is obtained whose com* 
position correspon(& with strontiimi perferrite, SrO.FeOg, or SrFeOg, and not with 
2 Sr 02 .Fe 203 . A’hydrated product is obtained as a yellowish-brown precipitate 
on warming on a water-bath for some time a suspension of freshly precipitated 
ferric hydroxide in a cone. soln. of strontium hydroxide. When heated, it loses 
water and becomes brown, and at temp, exceeding 300®, it absorbs oxygen to form 
Sr0.Fe02. It can also be obtained by oxidizing a mixture of freshly precipitated 
ferric hydroxide and a cone. soln. of, say, lithium hydroxide, with bromine, and 
also by heating the ferrate until the oxygen is evolved, and then heating the brown 
product in air or oxygen so as to re-oxidize it to perferrite. The salt was also 
prepared by W. Eidmann and L. Moser ; and K. Albert and H. Schulz recommended 
it as a cataljrst for the oxidation of sulphur dioxide. L. Moser and H. Borck 
prepared banum perferrite, BaFeOa, by heating to 400®, in a current of oxygen, a 
mixture of barium and ferric hydroxides ; and it was studied by L. Losana. Impure 
lithium perferrite, Li 2 Fe 03 , was prepared by L. Moser and H. Borck, by oxidizing a 
mixture of lithium and ferric hydroxides with bromine. If a mixture of barium or 
sodium and ferric hydroxides be oxidized with bromine, the perferrites arc produced. 

These perferrites are black substances which are stable below 640®, but beyond 
that temp, they decompose slowly with the evolution of oxygen; the reaction: 
4 SrFe 08 ^ 4 Sr 0 “|- 2 Fe 208+02 is reversible. The perferrites are slowly decom¬ 
posed by water with the evolution of oxygen: 4 SrFe 03 -f 10 H 2 O= 4 Sr(OH )2 
-f- 4 Fe{OH) 3 -f O 2 ; there is a violent reaction with hydrogen dioxide: 4SrFe08 
4 - 2 H 202 +SH 20 = 4 Sr( 0 H) 2 + 4 Fe( 0 H) 8 -f 2 O 2 ; with hydrochloric acid, both 
chlorine and oxygen are evolved: 2 SrFeO 3 + 10 HCl= 2 SrCl 2 + 2 FeCl 3 -f- 5 H 2 O+O, 
and 0-f 2 HCl=H 20 -f CI 2 . It can be assumed that an unstable iron tetrachloride, 
FeCl 4 , is formed: 2 SrFe 03 -f 12 HCl= 2 SrCl 2 + 2 FeCl 4 + 6 H 20 followed by 2 FeCl 4 
= 2 FeCl 8 -|-Cl 2 ; with sulphuric acid, oxygen is evolved; 4 SrFe 03 + 10 H 2 S 04 
= 4 SrS 04 - 4 - 2 Fe 2 (S 04 ) 8 -f IOH 2 O+O 2 ; with nitric acid, oxygen is vigorously evolved 
and nitrates are formed; with acetic acid, acetates are formed and oxygen is 
evolved; with oxalic acid, oxygen and carbon dioxide are formed ; there is no 
perceptible reaction with dry carbon dioxide at ordinary temp., but at a red-heat, 
the perferrite is completely decomposed; thus, at 600® to 700® the reaction is 
symbolized: 4 SrFe 03 -l-' 4 C 02 ^ 4 SrC 03 -f 2 Fe 208 + 02 , and the reaction is reversible, 
but there are side reactions : SrC 08 ;F^Sr 0 -fC 02 , and 6Fe208=4Fe304-f O 2 ; moist 
carbon dioxide slowly decomposes the perferrite at ordinary temp.; and mixtures 
of air and alcohol or other inflammable vapours, when led over the heated perferrite, 
are oxidized to waten and carbon dioxide, and when once the combination has 
started, combustion proceeds of its own accord. The perferrites are fairly stable 
towards alkaline liquids; thus soln. of the alkali or alkaline earth hydroxides decom¬ 
pose the perferrite less and less with increasing concentration; similarly also with 
soln. of alkali carbonates and phosphates. 

W. Manchot and 0. Wilhelms inferred that in the liberation of iodine from 
potassium iodide by hydrogen dioxide in the presence of a ferrous salt, the iron 
does not act catalytically but is itself oxidized in such a way that every 2 atoms of 
ferrous iron require 2 mols of hydrogen dioxide, and 2 atoms of iodine are liberated. 
Allowing for the oxidation of ferrous to ferric iron, this means that an iron peroxide 
—iron bemipentoxide, Fe 205 , or iron pentiodide, Fel 5 —is formed. Again, if half 
a mol of hydrogen dioxide be added to a soln. of a mol of ferrous sulphate, the 
whole of the latter is oxidized to ferric sulphate; but if a mol of ferrous sulphate 
soln. be added to a soln. of 0-5 mol to 1*4 mols of hydrogen dioxide, both ferrous 
and ferric salts exist side by side—particularly at 0®—and varying quantities of 
oxygen are evolved. With a mol of ferrous salt and 1-5 mols of hydrogen dioxide 
at 0®, between 1 and 1J mols of hydrogen dioxide are consumed, corresponding, as 
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before, with the formation of iron hemipentoxide. In acidic soln., the interaction 
of ferrous salts, hydrogen dioxide, and potassium iodide is more complex, the iodine 
being liberated more slowly; the iron here acts catalytically, and there is no well- 
defined end-point of the action. The addition of dil. sulphuric acid to a soln. of 
hydrogen dioxide containing sufficient ferric ammonium sulphate to destroy the 
whole of the dioxide in about 70 hrs., practically prevented the iron from changing 
the cone, of the soln. Acid also retards the oxidation of ferrous salts by hydrogen 
dioxide and the addition of oxygen (or hydrogen dioxide) to ferric salts. Ferric 
salts destroy hydrogen dioxide more slowly than do ferrous salts. W. Manchot 
also drew similar conclusions from the action of hydrogen dioxide, potassium per¬ 
manganate and chromic acid on a ferrous compound in the presence of an acceptor ; 
and N. R. Dhar, for the induced oxidation of sodium formate. The reactions were 
studied by A. K. Goard and E. K. Rideal, R. Kuhn and A. Wassermann, C. 8. Mum¬ 
mery, W. Manchot and G. Lehmann, and H. Wieland and W. Franke. 
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§ 34. Iron Triozide.—Ferric Acid and the Ferrates 

G, E. Stalil,! in his Speciimne Becheriano (Franckfurth, 1702), said that when 
iron is heated with nitre, and the product digested with water, the alkali produced 
by the decomposition of the nitre takes up some iron to form an amethyst or purple 
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soln. Again, if a very dil. soln. of iron in nitric acid be poured by small portions 
at a time into cone, potash-lye, and the liquid be agitated, the iron dissolves to 
form a blood-red soln. According to C. Neumann, 

A nuxtiire of equal parts of iron filings and nitit), injected into a strongly heated crucible, 
luid, after detonation, thro>vn info water, tii^goa the liquor of a violet or purple-blue colour. 
This soln., however, is not permanent. Though the liquor at first passes through a filtt^r 
without any separation of iron, yet, on standing for a few hours, the metal falls to the bottom 
in the form of a brick-coloiirod powder. It is pretty singular, that volatile alkalies instantly 
])recipitate the iron from this fixetl alkaline soln. 

A. G. Ekeberg also ol)servcd that when gadolinite is fused with potassium hydroxide, 
a dark red soln. is obtained which, on standing, dej)osit8 a brick-red precipitate; 
and he added that the red colour is not due to manganese ; for the alkali hydroxide 
can dissolve iron, producing a beautiful purple colour. A. C. Becquerel found that 
when ferric oxide is heated with 4 to 6 times ite weight of potassium hydroxide in a 
silver crucible, some ferrijj oxide dissolves, but separates out again with the simul¬ 
taneous evolution of oxygen when the product is dissolved in water. The escape 
of oxygen was attributed to the decomposition of potassium peroxide formed in 
the reaction. R. Phillips discussed ferric acid in 1843, and E. FrtMiiy, in his 
Bedicrches sur les acid^i inkalliqucs, 1844, showed that a salt of a ferric acid, or of 
iron trioxide, Fe 03 , is formed and decomposed in A. C. Becquerel’s experiment. 
Attempts to j^repare the trioxide have not been successful; it is, howex er, con¬ 
sidered to be the anhydride— ferric anhydride —of lerric acid» H 2 Fe 04 , a reputed 
parent of a series of salts formed by the imion of this dibasic acid with the basic 
orides. The salts are called ferrat^, and are symbolized R 2 'Fe 04 . W. Manchot 
and 0. Wilhelms assumed that this oxide is formed as an intermediate product in 
the oxidation of a ferrous salt with hypochlorous acid; and the subject was dis¬ 
cussed by W. D. Bancroft. D. R. Hale supposed that FeOs is formed as an inter¬ 
mediate compound when hydrogen dioxide or potassium permanganate acts on 
neutral soln. of a ferrous salt ; and that Feo 04 is the intermediate oxide formed 
when oxygen acts on ferrous iron in alkaline soln. J. W. Ketgeis* experiments on 
the solid soln., or isomorplious inixturr.s formed by potassium ferrate are in harmony 
in that definite ferrat(‘S are formed. These formulae are also in accord with the 
analyses of E. Fremv, J. 1). Smith, H. Ko^e, and J. de Mollins. 

According to E. Fivmy, if a fireclay crucible containing 5 grins, of iron filings 
be heated to redne.ss, and 10 grms. of the powder of fused ]>otaB8ium nitrate be 
projected therein, a Iix ely reaction occurs, and a portion of th(' mixture may be 
thrown out of the crucible. The covered crueible is then allowed tt» cool. A redish- 
\ iolet masto of potassium ferrate, K 2 Fe 04 , is formed. H. Trommsdorfl recommended 
projecting a mixture of Hiiely divided ironaiui nitre, in the proportions 1 : 2, into a 
crucible at a dull red-hcat. If the temp, is too high, the fcrrat(‘ may be decornpo.sed 
as fast as it is foim(*d. 11. W. F. Wackcuroder said that if the crueible be too hot, 
tlic nitre fuses without deflagrating, and the nias?^ inu.st then be poured into an iron 
mortar, powdered, and again projected into the crucible. The crueible should be 
so heated that it is perceptibly red only at the bottom and a few inches u]) th<‘ 
sides, and the mixture projected into the middle and somewhat to the side. The 
deflagration occurs in a few seconds, it is attended by a bright glow, and an 
intumescence of the mass. The crucible is removed from the fire during or im¬ 
mediately after the deflagration. The product i.s contaminated with alkali nitrite 
so that the red soln. it forms with water, quickly loses its colour owing to the 
reduction of the ferrate. E. Fremy found that the reddish-brown, highly 
deliquescent mass whieli is obtained by heating ferric oxide for a considerable 
time with potassium hydroxifl(‘, contains the ferrate ; l)ut it is best prepared by 
strongly igniting a mixture nf ferric oxide, and potassium nitrate and hydroxide for 
some minutes. If the heat is too low, potassium nitrite remains undt’coraposed, 
and then, on the addition of water, the ferrate is reduced to f(‘rric oxide. A. W. Hof- 
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mann used a similar process. J. D. Smith recommended the following mode of 
preparation. He said : 

Wash the ferri eesquioxidum of the shops with boiling water until free fronoi sulphate 
of soda, dry and ignite at a low red-heat; this furnishes a very pure oxide of iron and in a 
state of minute division ; 1 part of this is to be intimately mixed with 4 of dried nitre, 
reduced to fine powder ; place this mixture in a crucible of about twice the capacity of the 
bulk of the mixtun\ lute a well-fitting cover on, making a few small holes in the lute to 
allow the escape of gas, and ignite at a full red-heat for about an hour, if 6 or 8 ounces 
are made : the time of ignition depends much on the quantity prepared, and the tempera¬ 
ture should never be raised above a full red-heat. When well prepared it presents the 
appearance of a dark reddish-brown porous mass, rapidly deliquescing on exposure to the 
air, so that I have found it advantageous to powder it whilst still warm, when it may be 
preserved for use, in a well-stopjxjrod bottle, apparently for any length of time. 

A solu. of potassium ferrate is formed by dissolving the dry salt in ice-cold 
water ; sonic heat is developed in the act of soln., and there is always a slight de¬ 
composition and an evolution of oxygen, owing, said D. Smith, to the decomposition 
of potassium peroxide. The soln. must be separated from the undissolved portion 
by subsidence and decantation, not by filtration through filter-paper. E. Fremy 
obtained a soln. of the salt by passing chlorine through cone, potash-lye in which 
ferric oxide is suspended, until the oxide is all dissolved, to form a red soln. 
of potassium ferrate: Fe 2 O 3 . 3 H 2 O+ 10 KOH+ 3 Cl 2 — 6 KCl+ 8 H 20 + 2 K 2 Fe 04 . 
H. W. F. Wackenreder said that 5 parts of hydrated ferric oxide dried between 
bibulous paper, 10 parts of potassium hydroxide, and 16 parts of water can be used. 
The hydrated oxide quickly dissolves as chlorine is passed into the liquid. Therq is 
a gradual rise in temp., and potassium chlorate is deposited by the cooling liquid. 
If too much water, or too much hydrated ferric oxide be used, the liquid remains 
colourless ; and H. Rose added that if an excess of chlorine is used, the ferrate will 
be decomposed. L. Losaiia, C. A. 0. Rosell, G. Merz, and L. B. Rivot and 
co-workers also used chlorine as the oxidizing agent; A. Mailfert said that the 
chlorine can be replaced by ozone; A. Mennet, M. Muspratt and E. S. Smith, 
G. Blattner, and W. Foster used calcium or sodium hypochlorite ; D. K. Goralevich, 
potassium nitrate; C. L. Bloxam, and C. A. 0. Rosell, bromine—^iodine did not 
work satisfactorily ; and W. Foster, hypobromite. According to H. G. Elledge, the 
red colour with some hypochlorite soln. is not due to alkali ferrate, but to per¬ 
manganate. L. Moser recommended the following process : 

Gradually add 50 grins, of bromine to a suspension of 80 to 90 grms. of hydrated ferric 
oxide in a cooled soln, of 60 grms. of potassium hydroxide in 80 grms. of water; more 
potassium hydroxide is then added, and the mixture kept at 50° to 60° for 30 mins. The 
ferrate from the cold soln. is drained on a tile, and the excess of alkali removed by alcohol. 
The potassium bromide is then removed by dissolving the product in a little water, and 
re-precipitating it with alcohol. 

F. Haber and W. Pick observed that soln. of ferrous and ferric salts are readily 
oxidized to ferrate by electrolytic oxygen. J. C. Poggendorff passed a current of 
electricity from 6 pairs of Grove's batteries for 24 hrs. through an anode of cast- 
iron into a sat. soln. of potassium hydroxide containing a clay cylinder with the 
platinum cathode. The whole is cooled by ice. H. Rose said that the preparation 
is less stable if dil. potash-lye be employed. No oxygen is evolved about the 
anode excepting just at the beginning or end of the electrolysis. If the current be 
long continued, microscopic crystals of potassium ferrate may be deposited on the 
iron anode, and a little iron may collect on the platinum cathode. F. Haber and 
W. Pick found that immediately after closing the circuit, all v^arieties of iron are 
oxidized to ferrate, and that the action is continuous provided a cone. soln. of 
alkali-lye and a low current density^—say, 0*001 amp. per cm.—be employed. The 
yield of ferrate is greatest with cast iron and smallest with wrought iron; it is also 
greater with sodium than with potassium hydroxide, possibly on account of the 
greater solubility of sodium ferrate. The quantity of ferrate reduced at the cathode 
of platinum wire, in a cell without a diaphragm, is comparatively trifling. The 
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yield of lerrato depends on the temp., so that under comparable conditions, traces 
only of ferrate were formed at 0°, whilst at 70°, the current efficiency was almost 
100 per cent. According to W. Pick, when iron, especially one of the purer kinds, 
is used as anode in a soln. of an alkali hydroxide, a temporary formation of ferrate 
occurs; by reversing the current for a short time after the formation of ferrate 
has ceased, the iron returns to the condition in which it can be oxidized to ferrate, 
and after several repetitions of the treatment this condition becomes permanent. 
The same result is obtained by using the iron as anode in a cone. soln. of an alkali 
hydroxide and passing a very small current for some time. The iron is found to 
be covered by a dark grey skin which prevents atm. oxidation. G. Grube and 
H. Gmelin found that increasing the temp, and cone, of the soda-lye increases the 
yield; and that by increasing the current density, the yield rises to a maximum, 
and than falls with any further increase in the current density. The current-yield 
of sodium ferrate can be considerably increased by superimposing an alternating 
current over the direct current. The increase in the 3 deld for constant direct current 
reaches a maximum for a definite alternating current density. Using as electrolyte 
40 per cent, sodium hydroxide with an iron anode and a platinum cathode, and 
electrolyzing at 35° with a direct current of 3*33 amps, per sq. dcm. and an alternating 
current of 5*0 amps, per sq. dcm., an increase of 160 per cent, in the yield of sodium 
ferrate is obtained. In the preparation of cone. soln. of ferrates, the anode and 
cathode should be separated, and since ferrates lose oxygen at 50°, and yield a 
precipitate of hydrated oxide, this temp, must not be exceeded in the preparation, 
and the velocity of formation must be increased by imposing an alternating current 
on the direct current. In this way undecomposed sat. soln. and the crystalline 
salts may be obtained. The oxidation potential for the conversion of a ferrite to a 
ferrate is 0*78 volt at 20° to 70°; and the potential of cone, alkali-lye towards 
active iron is —0*6 volt. G. Grube and H. Gmelin also observed that the anodic 
dissolution of iron in cone. soln. of soda-lye, at a high temp., occurs in two stages ; 
in the first stage, iron dissolves in the bivalent condition ; and in the second stage, 
the iron in soln. passes into the sexivalent condition as ferrate with the simultaneous 
evolution of oxygen. Nowhere does the iron pass into soln. in the tervalent state— 
vide sodium ferrite. In a 40 per cent. soln. of sodium hydroxide, the equilibrium 
potential of the process Fe+2$r^Fe • lies at €h—0*86 volt; that of the process 
Fe"+0^Fe"* at €h— 0*69 volt; and that of the process Fe''’4-30;?^Fe at 
€h+0*55 volt. Hence, the potential of the reaction Fe-(-3@^Fe*“ is —0*80 volt; 
and that of the reaction Fc+50—Fe * is —0*13 volt. 

According to L. Moser, potassium ferrate forms a reddish-black powder. 
P. Niggli and W. Nowasld discussed the crystal structure of the ferrates. 

J. W. Retgers added that a soln. 
of the ferrate can be kept some 
days without decomposition, and 
that it may be crystallized at a 
gentle heat in black, microscopic, 
rhombic prisms or pyramids; it 
forms solid soln. with potassium 
sulphate, selenate, chromate, tung¬ 
state, and molybdate, and it is 
therefore isomorphous with these 
salts; but no isomorphous mix¬ 
tures could be obtained with potassium tellurate. The solid soln. with potas¬ 
sium chromate range in colour from pink through dark red to dark brown. 
V. L. Bohnson and A. C. Robertson found that the energy of formation of the 
ferrate ion, FeO/', is near —140,000 cals. V. L. Bounson and A. C. Robertson 
measured the absorption spectra of soln. of potassium and barium ferrates, and 
the results are summarized in Fig. 559. The absorption spectrum was examined 
by E. Baschieri, and E. Hardtmann. L. Moser found that when potassium 
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ferrate is ignited, it loses oxygen and passes into green ferrite, which is very 
deliquescent, and, on exposure to air, rapidly oxidizes into potassium hydroxide, 
and hydrated ferric oxide. 0. Liebknecht and A. P. Wills said that potassium 
ferrate is paramagnetic, and he measured the susceptibility of the aq. soln. 

Potassium ferrate is very soluble in water, and the aq. soln. is deep red. 
E. Fremy, and J. D. Smith found that an aq. soln. of potassium ferrate is of a deep 
amethyst-red or cherry-red and that it is pervious to light only when it is in thin 
strata. The aq. soln., on standing for some time, loses its colour, gives off oxygen, 
and deposits hydrated ferric oxide. L. Moser found that alkali ferrate hydrolyzes 
in aq. soln., 2Na2Fe04-f5H20^4Na0H-|-2Fe(0H)3+30. This decomposition is 
faster with the more dil. soln., and when the temp, is raised. A cone. soln. may 
be kept in closed vessels for several months without complete decomposition, and 
when evaporated, it leaves a reddish residue. In some cases, the cone. soln. can 
be boiled without decomposition, but it afterwards deposits hydrated ferric oxide 
more quickly than if it had not been boiled. The dilution of the soln. of the ferrate 
with various alkali salts makes the soln. more stable than if it is diluted with water. 
H. Rose, and C. A. 0. Rosell observed that if the decomposed soln., after the deposi¬ 
tion of hydrated ferric oxide, is green, some manganese salt is present, probably 
derived from the iron employed in the preparation of the salt, the green colour is 
not due to the presence of ferrous iron, as was thought to be the case by J. D. Smith. 
0 . Kassner said that the addition of sodium peroxide to the aq. soln. precipitates 
ferric hydroxide. The ferrate is quickly decomposed by reducing agents. 
C. A. 0. Rosell said that in their oxidizing properties, the ferrates resemble the 
manganates more closely than the chromates. E. Fremy, and J. D. Smith found that 
hydi^hloric acid forms a double potassium ferric chloride with the evolution of 
chlorine, while with a smaller quantity of acid, hydrated ferric oxide is precipitated. 
H. Rose, and H. W. F. Wackenroder found that by treating the soln. with hydroi^eu 
sulphide, dark green or black iron sulphide is formed. The green soln. reported by 
E. Fremy is, according to C. A. 0. Rosell, produced by manganese present as 
impurity. L. Moser said that potassium ferrate is converted by alkali sulphides 
into a green substance, possibly a sulphoferrate. H. Rose observed that sulphurous 
acid forms potassium sulphate and hydrated ferric oxide; and E. Fremy, that 
sulphuric acid forms potassium ferric sulphate with the liberation of oxygen. 
H. Rose, and H. W. F. Wackenroder observed that ammonia, and all ammonium 
salts decompose the ferrate because the ammoma which is evolved reduces the ferric 
acid to ferric oxide. C. A. 0. Rosell made a similar observation with respect to the 
oxidation of ammonia by the ferrates. C. A. 0. RoseU found that the nitrites are 
readily oxidized by ferrates. E. Fr6my found that nitric acid forms potassium 
ferric nitrate with the liberation of oxygen. 

According to E. Fremy, all organic substances reduce the ferrate so that the 
soln. cannot be filtered through paper without decomposition; and L. Moser 
observed that paper, wood, and other organic substances are slowly oxidized by a 
dilute soln. of potassium ferrate, but the action is slower than with ])otassium 
permanganate. Potassium ferrate is insoluble in ether, and in chloroform. 
L. Moser observed that alcohol can have up to 20 per cent, of water, without 
exercising any solvent action, or without decomposing potassium ferrate. Alcohol 
precipitates potassium ferrate from its aq. soln. H. Rose found that alcohol 
is oxidized to aldehyde ; while sugar decolorizes the soln. quickly with the precipi¬ 
tation of hydrated ferric oxide; and egg-albumin decolorizes the soln. without 
precipitation. H. W. F. Wackenroder found that the soln. of ferrate is decolorized 
by potassium ferrocyanide ; and H. Rose, that alkali racemates, tartrates, and 
malates quickly decolorize the soln. without precipitating hydrated ferric oxide ; 
alkali citrates act slowly with the occasional precipitation of hydrated ferric oxide ; 
while potassium oxalate, formate, acetate, and benzoate decolorize the liquid 
as slowly as the inorganic salts of potassium; and potassium succinate acts still 
more slowly. C. A. 0. Rosell found that the ferrates readily oxidize tartrates, and 
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glsreerol; and also oxalates, alcohol, and Ul6a» as well as most soluble organic 
compounds with the exception of acetates. J. I). Smith observed that when the 
soln. is treated with a zinc salt, oxygen is slowly evolved ; with nickel salts and 
manganese salts, the peroxides are precipitated; L. Moser found that silver nitrate 
gives a precipitate, probably silver ferrite, and oxygen is given off; and similarly 
with mercuric chloride, and with copper sulphate ; while H. W. F. Wackenroder 
showed that alum, and the heavy metal salts decolorize the liquid, and the metal 
base is precipitated along with hydrated ferric oxide— vide infra. 

According to L. Moser and- co-workers, when barium ferrate is digested with 
alkali carbonate, a soln. of the alkali ferrate is formed, and in this way, rubidium 
ferrate, Rb 2 Fe 04 , and caesium ferrate, Cs 2 Fe 04 , were produced. W. Eidmann and 
L. Moser recommended strontium ferrate in place of the barium salt. E. Fr6my 
found ttot sodium ferrate, Na 2 Fe 04 , can be prepared by the methods used for the 
potassium salt {q^v,) ; C. A. 0. Resell could not prepare the sodium salt in the dry 
way by calcining ferric oxide with sodium hydroxide, carbonate and nitrate, and 
with mixtures of sodium hydroxide and nitrate, and also with sodium nitrate and 
carbonate ; but it was obtained by heating ferric oxide with sodium dioxide, and, 
by treating the cold mass with ice, instead of water, a soln. of sodium ferrate was 
obtained. A soln. of this salt was also prepared by the action of chlorine on soda- 
lye holding hydrated ferric oxide in suspension. The salt was also prepared by 
J. d’Ans and J. Lofiier, T. Wallace and A. Fleck, and C. Zengelis and S. Horsch 
passed carbon dioxide over a mixture of sodium dioxide and finely-divided iron ; 
and A. Holt obtained the ferrate by the action of sodium hydroxide on ferric oxide. 
The treatment of barium ferrate with lithium carbonate furnishes lithium ferrate, 
Li 2 Fe 04 . W. Eidmann and L. Moser recommended strontium ferrate in place of 
the barium salt. 

L. Losana prepared copper ferrate, CuFe 04 .H 20 , by the action of copper 
nitrate on barium ferrate, suspended in water, washing the green powder with 
water, and drying it over sulphuric acid. The salt decomposes in vacuo over 
sulphuric acid, so that the anhydrous salt was not obtained. The salt begins to 
decompose when heated to about 50®, giving off water and oxygen. The reaction: 
K 2 Fe 04 -f 2 AgN 03 = 2 KN 03 +Ag 2 Fe 04 , is not suitable for the preparation of silver 
ferrate, Ag 2 Fe 04 , but if barium ferrate, suspended in water, be treated with silver 
nitrate, silver ferrate is produced as a black powder with a pink reflexion. It can 
be washed and dried at 15® over sulphuric acid. When heated to 30®, the salt 
begins to decompose in accord with 4 Ag 2 Fe 04 = 4 Ag 20 + 2 Fe 203 -f 3 O 2 . 

When a soln. of potassium ferrate is treated with an excess of a dil. soln. of a 
barium salt, J. D. Smith, and L. Losana found that a bulky, carmine-red precipitate 
of barium ferrate, BaFe 04 .H 20 , is formed. The precipitate is washed, and 
dried over sulphuric acid, or at 100®. The precipitate when fresh is cochineal-red, 
but after washing and drying, it is brick-red. C. L. Bloxam prepared barium 
ferrate as a purple precipitate by adding barium chloride to a soln. of the calcium 
ferrate; by C. A. 0. Rosell, by adding barium carbonate to a soln. of sodium 
ferrate; and J. A. Hedvall and N. von Zweigbergh^ by the action of barium 
peroxide on ferric oxide. J. D. Smith said that when barium ferrate is heated, it 
loses water and turns green, and at a higher temp., it gives off oxygen and loses its 
colour. L. Losana found that the salt begins to lose weight at 105®. The losses in 
weight of two grams of the salt, after heating it to different temp., was as follows 
(the time in hours is indicated in brackets): 

60* 100 * 106* 108* 

Weight . 2*0000 2*0002(4) 1*9988(6) 1*8772 (26) grms. 

118® 128* 144* 160* 

Weight . 1*8772(3) 1*7584(3) 1*7004(3) 1*7002(3) grzna. 

This is the only ferrate examined which did not lose oxygen continuously, so that 
the decomposition: 4BaFe04=4Ba0+2Fe208+302 is thought to proceed viA 
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the formation of BaFeOg as an intermediate compound. The anhydride can also 
be obtained by gently heating the hydrate ; but the hydrate is stable over cone, 
sulphuric acid in vacuo. Barium ferrate was said by C. A. 0. Rosell, J. D. Smith, 
and H. W. F. Wackenroder to be insoluble in water, and before drying to be readily 
decomposed by all the acids, even carbonic acid; but after drying it is not so easily 
acted upon. E. Fremy stated that barium ferrate is one of the most stable salts of 
the series. It can be suspended in water, and boiled without decomposition. 
A. Baschieri found that dil. hydrochloric acid, of sp. gr. 1*09, decomposes barium 
ferrate with the formation of ferric and barium chlorides, and the evolution of 
chlorine; with more dil. hydrochloric acid, in the cold there is a vigorous evolution 
of chlorine, the precipitate gradually disappears, and the soln. assumes a vermilion 
colour; this liquid continues to evolve chlorine for about a day and slowly turns 
colourless. The vermilion colour of the soln. is due, not to the intermediate forma¬ 
tion of a chloroferrate, but to the presence of the ion FeO/'. J. de Mollins found 
that the reaction 2 BaFe 04 -f“ 8 KI+l 6 HCl= 2 BaCl 2 + 2 FeCl 2 “f 8 KCl+ 8 H 20 -f- 4 l 2 is 
quantitative. A. Baschieri found that barium ferrate is not decomposed by dil. 
sulphuric acid, but decomposition increases as the temp, rises until it becomes 
complete in the boiling acid. The action of sulphuric acid was also discussed by 
H. W. F. Wackenroder, and J. D. Smith. A. Baschieri found that the salt is 
instantly decomposed by nitric acid; while the salt dissolves in soln. of organic 
acids, the solubility and intensity of colour imparted to the soln. increases as the 
acid becomes more energetic. E. Fremy said that while the salt is decomposed 
immediately by mineral acids, it forms a red soln. when treated with acetic acid. 
According to C. A. 0. Rosell, an alkali sulphate decomposes barium ferrate if it 
has not been dried, forming barium sulphate and hydrated ferric oxide, and giving 
off oxygen. A. Naumann found barium ferrate to be insoluble in acetone. 
W. Eidmann and L. Moser prepared strontium ferrate, SrFe 04 , by the double 
decomposition of potassium ferrate with a sat., neutral soln. of strontium bromide, 
and washing the precipitate with alcohol and ether. Some admixed ferric oxide is 
present. L. Losana obtained the strontium salt by the process employed for the 
barium salt, and found that when dried over sulphuric acid it forms the dihydrate, 
SrFe 04 . 2 H 20 . This salt forms a dark red amorphous powder ; it begins to decom¬ 
pose at about 52°, for the weight of 2 grms. after heating 3 hrs. at 25°, was as follows 
(the time of heating, in hours, is indicated in brackets): 

as* 35° 52° 68° 85° 160® 

Weight. 20000(5) 1*9978(6) 1-7000{11) 1-5062(16) 1-5062(10) 1*5066 (3) grms. 

The anhydride can be prepared by gently heating the hydrat-e. W. Eidmann and 
L. Moser observed that strontium ferrate is sparingly soluble in water, and that 
the soln. is readily decomposed with the evolution of oxygen, forming strontium 
hydroxide and hydrated ferric oxide. It is insoluble in alcohol, and ether. 
W. Eidmann and L. Moser prepared calcium ferrate, CaFe 04 . 2 H 20 , by double 
decomposition of a calcium salt with strontium ferrate ; C. L. Bloxam, by boiling 
a mixture of ferric chloride and bleaching powder ; and E. Fremy, and L. Losana, 
by the action of a calcium salt soln. on potassium ferrate. A gram of the salt heated 
5 hrs. at 20° lost 0*1110 grm. in 18 hrs. at 44°. E. Fremy said that the salt is not 
.soluble in water, but C. A. 0. Rosell, and L. Losana found it to be .soluble. The 
anhydride was not obtained, since the dihydrate decomposes in vacuo over sulphuric 
acid. Observations were made by C. L. Bloxam, and T. L. Bailley and P. H. Jones. 

W. Eidmann and L. Moser prepared magnesium ferrate, MgFe 04 , by double 
decomposition of strontium ferrate and a magnesium salt; but L. Losana did not 
succeed in obtaining it by the action of magnesium nitrate on barium ferrate : or 
by the action of magnesium nitrate on pota.ssium ferrate. L. Losana obtained zinc 
ferrate, ZnFe 04 , by the action of a soln. of zinc nitrate on barium ferrate. The rose- 
coloured powder forms a rose-red soln. with water; and when dried for 3 hrs. at 
20°, the salt loses 0*30 per cent, in 4 hrs. at 30°, and 11*32 per cent, in 11 hrs. at 30°. 
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L. Lo6H.ud obtained mercurous ferrate, Hg 2 Fe 04 , by the action of a soln. of mercut ouH 
nitrate on barium ferrate. The salt decomposes during the drying. No definite 
mercuric ferrate, Hgre 04 . was obtained by the action of a soln. of mercuric nitrate 
on barium ferrate; but with aluminium nitrate and barium ferrate, aluminium 
ferrate, Alo(Fe 04 ) 3 , was obtained as a rose-red powder, which decomposed on drying. 
L. Losana did not obtain a definite thallium ferrate, Tl 2 Fe 04 , by the action of a 
soln. of thallous nitrate on barium ferrate; thorium ferrate, Th(Fe 04 ) 2 , was 
obtained by the action of thorium nitrate on barium ferrate, but the salt decomposed 
on drying. L. Losana prepared lead ferrate, PbFe 04 , by the action of a soln. of 
lead nitrate on barium ferrate. The rose-coloured powder lost 0*22 per cent, when 
heated 3 hrs. at 30®, and 3-58 per cent, in 5 hrs. at 40®. In the attempt to prepare 
chromium ferrate, Cr 2 (Fe 04 ) 3 , by the action of chromic nitrate on barium ferrate, 
a volutpinous yellow precipitate was obtained containing barium chromate and 
ferric Oxide. It is probable that the reaction proceeds 6 BaFe 044 - 4 Cr(N 03)3 
~' 6 Ba(N 03 ) 2 + 2 Cr 2 (Fe 04 ) 3 ; followed by 2 Cr 2 (Fe 04 ) 3 -t. 4 H 20 = 4 H 2 Cr 04 + 6 Fe 02 , 
and fiFeOo— 3 Fe 203 -f 30 ; while the chromic acid reacts with two-thirds of the 
barium nitrate: 4 H 20 rO 44 - 4 Ba(NO 3 ) 2 “ 4 BaCrO 4 -f 8 HNO 8 ; and part of the 

ferric oxide reacts with the nitric acid: Fe 203 + 6 HN 03 = 2 Fe(N 03 ) 3 + 3 H 20 . No 
definite manganese ferrate, MnFe 04 , was obtained by the action of manganese 
nitrate on barium ferrate ; and ferrous ferrate, Fe(Fe 04 ), obtained by the action 
of ferrous nitrate on barium ferrate decomposes on drying ; and similarly also with 
ferric ferrate, re2(Fe04)3, obtained by the action of a soln. of ferric nitrate on 
barium ferrate. L. Losana prepared rose-violet cobalt ferrate, CoFe 04 , by the 
action of a soln. of cobalt nitrate on barium ferrate. The powder dried for 5 hrs. 
at 20° lost 2*18 per cent, when dried 5 hrs. at 25°, and IM p'^r cent, in 18 hrs. at 
the same temp. Similarly with nickel ferrate, NiFe 04 , which gives a greyish-green 
powder. The powder dried for 5 hrs. at 20° lost 1*88 per cent, when heated 3 hrs. 
at 30°, and 7-46 per cent, in 18 hrs. at the same temp. 

0. Baudisch and P. Mayer 2 assumed that perferric acid, Fe 03 ( 0 H) 2 , or H 2 Fe 04 , 
is produced when freshly precipitated ferrous hydroxide is oxidized by oxygen. 
D. K. Goralevich said that iron 1 tetroxide, or perferric anhydride, Fe 04 , or 
perfenic acid, H 2 Fe 05 , is probably formed as a volatile, unstable compound when 
barium perferrate, BaFeOs, is treated with an excess of dil. sulphuric acid, at a low 
temp. Perferric anhydride is insoluble in water, but soluble in dil. acids. He 
prepared bright green potassium perferrate, K2Fe05.«H20, by fusing ferric oxide 
with potassium hydroxide and an excess of potassium nitrate, or, better, chlorate. 
The salt can be purified by sublimation : it decomposes very slowly when kept in 
air; explosively, w'hen warmed, on treatment with cone, sulphuric acid, or on impact 
if mixed with sulphur, phosphorus, or charcoal. It is quite stable in alkaline soln., 
but acids readily decompose it, with evolution of oxygen and, in the case of hydro¬ 
chloric acid, chlorine. Oxidizing agents like chlorine and hydrogen peroxide give a 
deep red soln. of potassium ferrate, with evolution of oxygen. Neutral soln. of the 
perferrate give no reaction for ferric ions until, on the addition of acid, decom¬ 
position has commenced. Similarly with sodium perferrate, the alkaline earth 
perferrates were obtained as white precipitates on adding a soln. of a salt of an 
alkaline earth to a soln. of potassium perferrate ; with barium salt, barium per- 
terrate, BaFe 05 . 7 H 20 , is produced; and with a strontium salt, strontium per* 
ferrate, SrFe 05 . 7 H 20 . These salts are white and insoluble in water, alcohol, and 
ether. 
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-ferrate, 934 

--iron alloys, 527 

-manganese alloys, 666 

--silicon alloys, 570 

-zinc s^y, 646 

--lead-iron alloys, 679 

--molybdenum-iron alloys, 626 

--silver-iron alloys, 540 

-- sulphate^ 615 

--tin-lead-iron alloys, 579 

Corrosion, acid theory, 408 

-colloid theory, 436 

-- effect of compressive strains on, 466 

-of impact strains on, 466 

-of temnle strains on, 465 

-of torsion strains on, 466 

-electrothermal theory, 412 

-factors affecting, 426 

-fatigue of iron, 467 

-hydrogen dioxide theory, 433 

-intercr^rstaliine, 423 

-ionic hypothesis, 405 

-steel {see iron) 

-water-line, 449 

CoiTOSiron, 569 
Crocus martia, 781 
-aperitivns, 890 


Cupric ferrite, 906 
Cuprous ferrite, 906 
Curie^s constant, 267 
-law, 267 


I) 

Delafossite, 908 
Diamagnetism, 244 
Diferrous triferric oxide, 807 
Differential aeration of metals, 421 
Dimagnetite, 743 
Duriron, 569 


E 

Ehrenwerthite, 877 
Eisenglanz, 775 
Eisenglimmer, 775, 877 
Eisenmohr, 762 
Eisenmulm, 923 
Eisenniere, 775 
Eisenpecherz, 886 
Eisenrahm, 776 
Eisenschiefer, 776 
Eisenstein magnetischer, 731 
Elastic limit, 533 
Elicmite, 559 
Esmeraldite, 895 
Ether, 615 
Ethyl chloride, 616 


F 

Ferrates, 702, 929, 930 
Ferri liquor, 831 

--hydrate, 831 

-oxychlorate, 831 

Ferric acid, 929, 930 

-aluminate, 919 

-anhydride, 930 

-chloride, 615 

-chlorine, 609 

-ferrate, 936 

-hydroxide, 859, 893 

-metahydroxide, 880 

-metaozide, 863, 864 

-orthohydroxide, 880 

-orthozide, 863 

-oxide, 702, 774, 775 

-a- 863 

- p; 863 

-aerosol, 781 

-alcoholsols, 837 

-allotropic forms, 863 

-colloidal solution, 881 

-dihydrated, 892 

--ferromagnetic, 780 

-aims, 781 

-Graham's solution, 831 

-Grimaux' solution, 832 

--hemitrihydrated, 887 

-hydrated, 831, 859 

-allotropic forms, 863 

-hydroBol, 881 
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Ferric oxide, hydrogel, 831, 850, 882 

--hydroBol, negfitive, 836 

- —-positive, 836 

--- jellies, 862 

-monohydrated, 878 

-- colloidal, 887 

-preparation, 776 

- ~ — properties, chemical, h05 

--physical, 782 

■--St. Gilles solution, 831 

--tetrahydrated, 895 

-trihydrated, 893 

-- tritapentahydrate, 890 

-oxyhydroxide, 878 

-paraoxide, 864 

Ferrites, 702, 906 
Ferrochromium, 686 
Ferromagnetism, 244 
Ferromolybdonuin, 617 
Forropicotite, 732 
Ferrosic oxide, 702, 731, 732 

-hydrated, 761 

Ferrosilicon, 658 
Ferrotitanium, 671 
Ferrotimgsten, 626 
Ferrous ferrate, 936 

-ferrite, 732, 923 

-hy^oxide, 718 

-hydrosol, 720 

-load ferrite, 924 

-orthoferrite, 732 

-oxide, 702 

-hydrated ,718 

-per oxyhydroxide, 726 

—— suboxide, 702 

-triferric oxide, 807 

Ferro-vanodium, 679 
Ferrum liquidum, 831 
Fixing solution, 615 
Filches d’amour, 877 
Flux density of magnetism, 246 
Food-pastes, 616 
Formaldehyde, 615 
Formic acid, 613, 616 
Franklinite, 917 
Fruit juices, 613 
Fullonite, 877 


G 

Gallium-iron alloys, 557 
Oarrisonite, 629 
Gelbeisenstoin, 886 
Germanium-iron alloys, 576 
Glanzeisenstein, 886 
GlaskCpfe, 774, 776 
Glaskopf. 877, 886 
Glazed pig, 658 
Goethite, 877 
-a-, 880 

-y-, 880 

-colloidal, 887 

Gold-iron alloys, 640 
Graphititis, 446 
Graphitization, 445 
Greases, 613 
Gres de Thiviors, 783 
Grey gold, 641 


H 

Hsematite, 774, 874 

-brown, 886 

-coluirmar, 776 

—— compact, 776 
-fibrous, 775, 785 

— — hemisphoericus, 885 
—— micaceous, 775 

- — red, 774, 776 

-specular, 774, 776 

Heematophanite, 922 
Hardness, 14 

-abrasive, 26 

Heat-resisting alloys, 467 
Hematite, 775 
Hercynite, 919 
High-speed steels, 634 
Horse-radish cream, 615 
Hydrochloric acid, 609, 615 
Hydrofluoric acid, 615 
Hydrogen, 606 
Hydrogoethite, 884 
Hydrohsematite, 874 
Hydroquinone, 615 
Hyposiderite, 886 
Hysteresis, magnetic, 247 


I 

Igel8tr6mite, 895, 916 
Indian red, 782, 887 

--steel, 660 

Induction, magnetic, 246 
Inks, 615 
Iodine, 615 
lozite, 702 

Iron absorption spectrum, 177 
—— accumulator, 226 

-acoustic properties, 34 

-- action, aerated water, 409 

-damp air, 407 

-mixed salt solutions, 448 

-salt solutions, 438 

-sea-water, 445 

-water on, 404 

-active, 777 

-affinity, 495 

-air, action of, 309 

-alkali hydroxides, action, 365 

-nitrates, action, 346 

-alloys, 526 

--aluminium alloy, 549 

--chromium-molybdenum 

626 

--copper alloys, 657 

--magnesium alloys, 667 

--silicon alloys, 670 

-.zinc alloys, 657 

--amalgams, 546 

-amines, action, 342 

-ammonia, action, 340 

- ammonium azidb, action, 342 

-persulphate, action, 335 

-salts, action, 341, 342 

--anomalous dispersion, 171 

- — antimony, action of, 353 

- -compounds, action, 353 

-arc discharge, 236 


alloys. 
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Iron» arc spectrum, 175 

-argon, action of, 297 

-arsenic, action, 351 

-compounds, action, 362, 363 

— atomic disruption, 496 

-number, 496 

-radius, 14 

-r— refraction, 171 

-weight, 494 

-bacteria, 887 

-barium alloy, 541 

-Barkhausen effect, 261 

-bending angles, 71 

-test, 70 

--beryllium alloy, 542 

-birefringence, 171 

-bismuth, action, 353 

--salts, action, 363 

--black, 7 

-bleaching powder, action, 321 

-boiling-pomtv 167 

-boron, action, 364 

-alloys, 648 

-trichloride, action, 364 

-bromine, action of, 314 

--cadmium alloys, 546 

--calcium alloys, 641 

-cancer, 445 

-carbides, action, 353 

-carbon, action, 363 

-alloys (sec iron, chem, prop.) 

-dioxide, action, 366 

-monoxide, action, 354 

-casting shrinkage, 139 

-cathode rays and, 180 

-ceride, 667 

--cerium alloys, 557 

-chemical properties, 297 

-chloric acid, action, 321 

-chlorine, action of, 314 

-trifluoride, action of, 314 

-- chromium alloys, 586 

-carbide, 591 

--molybdenum alloys, 626 

-tungsten carbide, 629 

--vanadium alloys, 643 

-coercive force, 259 

-colour, 169 

__— -columbiimi alloys, 686 

-compressibility, 98 

-Compressive strains, effect on corro¬ 
sion, 466 

-cooling shrinkage, 139 

-co-ordination number, 495 

— - -copper alloys, 527 

--lead alloys, 579 

---molybdenum alloys, 626 

-— -silicon alloys, 670 

---tin-load alloys, 579 

-—-— -zinc alloy, 546 

— ~ Corbino effect, 236 

— - corrodibility of different kinds of, 4.'>8 
-corrosion, 403 

-by bacteria, 429 

-cement, 449 

-coal gas, 430 

-concrete, 449 

- - - fatigue, 467 

-— in 451 

-soils, 430 


Iron, creep, 68, 93 

-critic^ potentials, 181 

-Curie point, 267 

-decitaoeride, 558 

-decomposition voltage, 226 

-dialuminide, 650 

-dialyzed, 831 

-diberyllido, 642 

-dichroism, 171 

-dichromide, 687 

-dielectric constant, 236 

-diffusion, 28 

-dihydride, 309 

--dimolybdido, 619 

-dioxide, 702, 925 

-distannide, 676 

I --ditungstide, 629 

;-dodecazincido, 544 

-ductility, 67 

-effect carbon-content on corrosion, 461 

-vibrations, 84 

-elastic aftc'r-offect, 08 

-hysteresis, 68 

-modulus, 35 

-recovery. 68 

-strain, 68 

-elasticity in shear, 76 

-electrical conductivity, 189 

-properties, 189 

--resistance, 135, 190 

-eloctroaftinity, 221 

-electrochemical series, 212 

-electrode potential, 205 

-electrolytic valve action, 224 

-electromotive force, 213 

- - electronic structure, 496 

-electrons and, 180 

-electrostenolysis, 228 

omissivity, 172 
~ endurance limit, 87 

— enhanced lines, 176 

- - enneadecazincide, 544 

— - enmtastannido, 676 

— - entropy, 102 

— - Ettingshemson effect, 235 
--Nernst effect, 235 

- - evaporation, rate of, 157 
- extinction coefficient., 171 

— - Faraday effect, 173 

— - fatigue, 67, 88 

— - fireclay, action, 364 

flame spectrum. 173 
~ flexibility, 71 
-fluorine, action of, 314 

— ~ fluosulphonic acid, action, 327 
-free energy, 162 

-friction, 33 

-internal, 28 

'-molecular, 28 

— frictional electricity, 189 
-gallium alloys, 657 

— - -germanium alloys, 676 

-glass, fiction, 364 

--gold alloys, 540 

, -growth of cast, 142 

-- Hall effect, 234 
! — hardness, 14 

_ . -abrasive, 26 

- - heat ionization, 205 
I--of fusion, 167 
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heat of vaporization, 15S 
helium, action of, 297 
hemiceride, C57 
hemichromide, 587 
hemimolybdide, 619 
hemioxide, 702 
heniipentaluminide, 55) 
hemipontasilicide, 661 
hemipeiitoxide, 926 
hemistannido, 576 
homitristarmide, 57 
hemitungstide, 627 
lioptazincide, 544 
hexahydride, 309 
hexastannide, 676 
hexitac*<5ride, 558 
hydrazine, action, 342 
hydrazoic acid, action, 3t2 
hydrido, 309 ‘ 

hydriodic acid, action of, 314 
hydrobromic acid, action of, 314 
hydrocarbons, action, 354 
liydrochloric acid, action of, 314 
hydrofluoric acid, action of, 314 
hydrogen, action of, 297 

— chloride, action of, 314 

— dioxide, action of, 313 
fluoride, action of, 314 

— overvoltage, 223 
-selenide, action, 336 

— sulphide, action, 236 

-telluride, action, 336 

hydroxides of metals, action, 365, 366, 

367 

hypochlorous acid, action, 321 
hysteresis loss, 259 

-(magnetic), 259 

imidos, action, 342 

imjiact strains, effect on corrosion, 466 

-test, 78 

index of refraction, 170 
mtermotallic compounds, 526 
internal friction, 28 
— - pressure, 27 
iodic acid, action, 321 
lodino, action of, 314 
ionization energy, 205 
isotopes, 496 
Joule effect, 278 
Korr effect, 173 
lag, 68 

-lanthanum alloy, 557 
-load alloys, 579 
Leduc effect, 236 
limit of proportion, 68 

-of restitution, 68 

lithium nitride, action, 342 
lummesconce spectrum, 176 
-magnesium alloy, 543 

--zinc alloys, 545 

magnetic hardness, 259 

-properties, 135, 244 

-viscosity, 259 

magnetostriction, 278 
-manganese alloy, 644 

--aluminium alloys, 667 

-carbide, 648 

--copper alloys, 666 

--molybdenum alloys. 668 

— -tungsten alloys, 668 


Iron-manganese-uranium alloys, 668 
-vanadium alloys, 668 

— - Matteucci effect, 278 

- - mechanical properties, 1, 34 ' 

-melting-point, 165 

--mercury alloys, 645 

-.tin alloys, 679 

-metal salts, action, 367, 368, 369, 370, 

371 

-metals, action, 364 

- methane, action, 353 

- modulus of transverse elasticity, 70 

- - molecular friction, 28 
--molybdenum alloy, 617 

-carbide, 619 

-tritacarbide, 620 

--timgsten alloys, 643 

--vanadium alloys, 626 

-- molybdide, 618 

— monosilicide, 561 
-monoxide, 702 

neutrons and, 180 

- nitric acid, action, 342 
-oxide, action, 342 

— - nitrogen, action, 336 

— --peroxide, action, 342 

-- nitrosyl chloride, action, 342 

- nitrous oxide, action, 342 

- normal potentials Fe—>Fe"-, 207 

—-F©"*—^Fe***, 208 

-Fe->Fe., 210 

-optical properties, 169 

-organic compounds, action, 358, 359, 

360, 361, 362, 3^63 

-overstrain, 68 

-oxide, black, 736 

--magnetic, 731 

-of metals, action, 364, 367 

-oxygen, action of, 309 

-overvoltage, 224 

-ozone, action of, 312 

-passive, 499 

-- passivity, 498 

-Peltier effect, 233 

-pentastannide, 576 

-pentitadiceride, 657 

-pentitahexewtannide, 676 

-pentitazincide, 644 

-perchloric acid, aotion, 321 

-periodic dissolution, 616 

-permanent sot, 68 

—— permeability (magnetic), 263 

-to gas, 4 

-peroxide, 926 

—- phosphoric acid, action, 360 

-phosphorus, action, 347 

--compounds, action, 360 

--silicon alloys, 671 

- photoelectric effect, 181 
-photophoresis, 182 

- photovoltaic effect, 206 
-physiological action, 375 

— - plastic flow, 32 
-strain, 68. 

-plasticity, 32 

-Poisson's ratio, 74 

-polarization, 226 

-polo effect, 176 

-porosity, 4 

-positive ions and, 180 
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Iron, potaasamide, action, i342 

-potassium alloys, 626 

-chlorate, action, 321 

-perchlorate, action, 321 

-peroxide, action of, 313 

-persulphate, action, 336 

-radioactivity, 181 

-radiodetector, 233 

-a-rays and, 180 

-/?-rays and, 180 

-y-rays and, 180 

-X-rays, 179 

-spectra, 178 

-reactions of analytical interest, 371 

-recovery, 68 

-reflecting power, 171 

-refraction equivalents, 171 

—^ reluctivity, 269 

-residual rays, 170 

-rigidity, 74 

-rust, 890 w 

-rusting, effect acidity, 436 ' 

-aeration, 421 

-H*-ion cone., 436 

-oxygen, 427 

-scale, 734 

-selenic acid, action, 336 

-selenium, action, 336 

-monobromide, action, 336 

-monochloride, action, 336 

-oxybromide, action, 336 

-sensitiveness of spectrum, 176 

-aeries spectra, 177 

-sesquioxide, 776 

-shearing stress, 72 

-shock test, 78 

-silicates of metals, action, 364 

-silicide, 661 

-silicon, action, 364 

-alloys, 668 

-tetrachloride, action, 364 

-silver alloys, 359, 639 

--copper alloys, 640 

-nitrate, action, 346 

-sinter, 889 

-sodamide, action, 342 

-sodium alloys, 626 

-aude, action, 342 

-dioxide, action of, 313 

-hypKKjhlorite, lUJtion, 321 

-persulphate, action, 336 

-silicate, action, 364 

-sulphide, action, 326 

-thiosulphate, action, 335 

-xanthate, action, 326 

-solar spectrum, 176 

-solution pressure, 221 

-spark spectrum, 174 

-specific cohesion, 27 

-gravity, 1 

-heat, 160 

-volume, 11 

-spectrum—arc, 176 

-flame, 173 

-luminescence, 176 

-sensitiveness of, 176 

-solar, 176 

-spark, 174 

-ultra-red, 176 

-ultra-violet, 176 


Iron, stannic chloride, action, 364 

-Btannide, 676 

-Stark effect, 176 

-starvation, 376 

-stellar spectra, 177 

--strontium alloys, 641 

-sulphur, action, 321 

-dioxide, action, 327 

---monochloride, action, 327 

-sulphuric acid, action of, 328 

-sulphurous acid, action, 327 

-sulphuryl chloride, action, 328 

-fluoride, action, 327 

-surface tension, 27 

--tantalum alloy, 585 

-tarnishing in air, 461 

-tellurium, action, 336 

-tensile strains, effect on corrosion, 466 

-strength, 36 

-tetritaluminide, 560 

-tetritapentastannide, 676 

-tetritastaimide, 676 

-tetritoxide, 702 

-tetroxide, 702, 936 

--thallium alloys, 657 

-thermal changes during transforma¬ 
tions, 159 

-- -limit, 68 

-properties, 130 

-thermoelectric force, 229 

-tliionyl chloride, action, 328 

- Thomson effect, 173, 234 

--tin alloys, 676 

--bismuth alloys, 679 

- -titanium alloys, 571 

-fluoride, action, 364 

-nitride, action, 340 

j - - --tetrachloride, action, 364 

--vanadium alloys, 686 

— torsion modulus, 74 

-torsional strain, effect on Corrosion, 

465 

--stress, 72 

-tremsformation, heat of, 159 

-points, 168 

-thermal changes during, 169 

-transport number, 205 

-transverse strength, 71 

-trialuminide, 650 

-triboelectric effect, 206 

--triboelectricity, 189 

-tnoxide, 702, 929, 930 

-tritadecazincide, 544 

-tritadialuminide, 660 

-tritadimolybdide, 618, 619 

-tritadisilicide, 660 

-tritaditungstide, 628 

-tritadiziroonide, 674 

- — tritasilicido, 660 

-tritastonnide, 676 

-tritaietrastannide, 570 

-tritatetroxide, 732 

-tritatungstide, 628 

-- tritazincide, 644 

-tritoxide, 702 

-trizinetde, 644 

■--tungsten alloy, 626 

j - - -carbide, 629 

I--silicon alloys, 642 

1 --tritacarbide, 629 
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Iron-tuK^ten-vanadium alloys, 626 

-ultiznate rays, 176 

- \iltra>Ted speotrum, 176 

-ultra-violet spectrum, 176 

— -uranium alloys, 643 

-valency, 494 

--vana^um alloys, 679 

--chromium-molybdenum alloys, 

626 

-vanadyl trichloride, action, 353 

-vapour pressure, 167 

-velocity sound in, 34 

-vibration frequency, 181 

-Villari reversal, 276 

-viscosity, 28 

-volatilization, 167 

-Volta effect, 205 

-water, action of («ec corrosion of iron), 

312 

-Wiedemann’s effect, 278 

-Zeeman effect, 176 

--zinc alloys, 643 

--mercury system, 548 

--zirconium alloy, 674 

Ironac, 659 
Ironstone, brown, 886 

-clay, 886 

-clay, 776 

-jaspery, 776 

-oolitic, 886 

Itabirite, 776 
Itabiryte, 776 


J 

Jacobsite, 923 
Japanese red, 782 
Jaspery clay ironstone, 776 
Jaspohamatite, 776 


K 

Kaliphite, 886 
Kidney ore, 776 


L 

Lactic acid, 615 
Lanthanum-iron alloy, 667 
Lead ohloroferrite, 922 

--copper-iron alloys, 679 

--tin-iron alloys, 679 

-ferrate, 936 

-ferrite, 921 

-ferrous ferrite, 924 

--iron alloys, 579 

Lemon, 616 

Lepidocrocite, 877, 884, 886 
Lepidokrokite, 877 
Lime, 615 

--juice, 616 

Limestone, 615 
Limnite, 886, 893 
Limonite, 886 

-boxwork, 887 

Lithium ferrate, 934 

-ferrite, 906 

-perferrite, 926 


L’oxyde de fer noir, 736 
Lubricating oils, 613, 615 
Lysol, 616 

M 

Maghemite, 780 
Magneferrite, 914 
Magnesioforrite, 914 
Magnesium-aluminiura-iron alloys, 657 

-calcium alumina to ferrite, 921 

-chloride, 615 

-ferrate, 935 

. ferrite, 914 

--iron alloy, 543 

-pentoxyferrite, 916 

-sulphate, 615 

- -zinc-iron alloy, 646 

Magnetic moment, 245 
Magnetism, 244 

-permanent, 246 

-residual, 246 

Magnetite, 731 
Magnetization, intensity, 245 

-8i>ecific, 245 

-saturation value, 246 

Magneto-plumbite, 922 
Magnoferrite, 914 
Manganese-chromium-steels, 667 

- ferrate, 936 

--iron alloy, 644 

--aluminium alloys, 667 

-carbide, 648 

--copper alloys, 666 

--molybdeiium-iron alloys, 668 

--silicon steels, 667 

--titanium steel, 667 

--tungsten-iron alloys, 668 

--uranium-iron alloys, 668 

--'‘^anadium-iron alloys, 668 

Manganic ferrite, 923 
Manganoferrite, 651 
Manganous ferrite, 923 
Mars brown, 782 

■-red, 782 

-violet, 782 

-yellow, 782 

Mazsh ore, 886 
Martites, 702, 788 
Mecidow ore, 886 
Mercuric chloride, 609 

-ferrate, 936 

Mercurous ferrate, 936 
Mercury-iron alloys, 545 

--tin-iron alloys, 579 

--zinc-iron system, 548 

Metaferric aeid, 905 

-oxide, 831 

Metaferrites, 905 
Metals, porosity, 423 
Met€unagnetic alloys, 245 
M6tillure, 659 
Metolhydroquinone, 615 
Milk, 616 
Mine waters, 611 
Minera ferri attractoria, 731 

-laouotris, 886 

--palustris, 886 

- -subaquosa, 886 

1 „ --nigricans magneti arnica, 731 
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Modei'era, 866 
Moiat salt, 616 
Molybdenoferrito, 620 
Molybdenum • aluminium - chromium - 
alloys, 626 

-chromium carbide, 620 

---iron alloys, 626 

--copper-iron alloys, 626 

--iron alloy, 617 

--carbide, 619 

--tritacarbido, 620 

---vanadium alloys, 626 

- — -manganese-iron alloys, 668 

— - -tungsten-iron alloys, 643 

--vanadium-chromium-iron alloys, 

Morasterz, 886 
Musket steel, 634 


N 

Kadeleisenerz, 877 
Naples, red, 782 
Neidle ironstone, 877 
Nickel ferrate, 936 
Nicketlous ferrite, 926 
Nitric acid, 612, 615 

-oxide, 612 

-sulphuric acid, 615 

Nitrogen. 611 
Nitrous acid, 616 
Non-corrosive steels, 606. 


O 

Ochra nativa, 885 
Ochre brown, 886 

-burnt, 782 

-red, 874 

Ochres, 885, 887 
Oleic acid, 616 
Oligiste, 776 
Onegite, 877 
Oolitic ore, 775 
Oranges, 615 
Orthoferric acid, 905 
Orthoferrites, 905 
Oxalic acid, 613, 615 
Oxoferrite, 704 
Oxyaustenites, 702, 704 
Oxyferrites, 702, 704 


P 

Paraffin, 613. 616 
Paramagnetism, 244 
Paregoric compound, 615 
Passivity of iron, 498 
Pecheisenstein, 886 
Perferrates, 702 
Perferrio acid, 936 

-anhydride, 936 

Perferrites, 702, 905, 926 
Permeability, magnetic, 246 
Petrol, 613, 616 
Pfennigerz, 886 
Phosphoric acid, 613, 616 


Pho«phoi*us-iron-silicon alloya, 671 
I Pickles, 616 
I Picric acid, 615 
iron 1 Pierre d’aimant, 734 
I Pittizite, 886, 

Plumboferrito, 932 
Polyferrites, 905 
Porosity, metals, 423 
Potash-alum, 609 
Potassum, diferride, 527 

-ferrate, 930 

-ferrite, 908 

-- - nitrate, 615 

- pcrferrate, 936 

I -triferride, 527 

I Przibramite, 877 
j Pyriaunto, 895 
I Pyroaurite, 916 
I Pyrogallol, 616, 616 
I Pyrrhosiderite, 877 


j Quellerz, 886 


K 

Raddle, 887 
Rapid steels, 634 
Rajkjneisenstein, 885 
Red chalk. 775 
Reddle, 775 

Reluctivity, magnetic, 245 
Remanence, magnetic, 246 
Retentivity, magnetic, 246 
River-water, 608 
Rouge, carmine, 782 

-de chair, 782 

-laquox, 782 

-sanguine, 782 

I -violatre, 782 

1 Rubidium ferrate, 934 

' -ferrite, 906 

Rubinglimmer, 877 
Rubinrothorz eisenglimmer, 877 
Ruby mica, 886 
Ruddle, 776 
' Running water, 616 
Rust, 431 

-by-products, 433 

-nature of, 431 

Rusting, action colloids, 461 
Rustless steels, 600 


S 

, Salts, 608 

I Sammet blende, 877, 886 
1 Sauces, 616 
I Sohistos, 885 
I Sea-water, 608, 616 
I Sebacic acid, 616 
' Self-hardening steels, 634 
Shortness, 01 
-blue. 61 
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ShortnesB, cold, 61 

-hot, 61 

-red, 61 

Siegebtein, 731 
Sienna, 887 
-burnt, 782 

Silicon-aluniiniuin-iron alloyH, r>7(> 

— -chromium Htoels, 616 
-- -iron alloys, 568 

— -copper alloy, 570 
phosphorus alloys, 571 
“ -manganese steels, 667 
--titanium st<*el, 667 

— -iungstoii-iroii alloys, 642 
Silumin, 570 

SilvcT ferrate, 934 
forrite, 910 
hemiferrite, ‘.8 >6 
hydroferri tc, 910 
-iron alloys, 539 

- --eoi)per alloys, 540 

Skemmatito, 816, 923 
Smithy sc ale, 934 
Smoko, 613 
Sodium chloride, 616 

-citrate, 616 

ferrate, 934 

- - -■ ferrite, 906 
-hydroxide, 616 

perferrate. 936 

— — sulphide, 616 

-thiosulphate, 616 

Specular iron, 775 

-schist, 775 

Specularite, 775 

- flaky, 785 

Stainerite, 8.77 
Stainless steels, 606, 013 
St<aunic ferrite, 921 
Steel, corrosion, 403 
Stcrro-metal, 545 
Stilpnosiderite, 886 
Stilposiderite, 877 
Strontium ferrate, 935 

ferrite, 913 
-iron alloy, 541 
perferrate, 936 
-— perferrite, 926 
Sulphur clilorid(*s, 6lo 
Sulphuric acid, 6l(t, <>16 
—— -nitric acid, <>15 
SuI])hurous acid, tHo 
Suinpferz, 886 
Sunstone, 877 
—~ glazes, T8i< 

Suseeptibilitv . magnet i<-, 2 4(i 


Taunie arid, <>13, 616 
Tantaluin-iroa alloy, 585 
Tantiron, 559, 570 
Tap-water, 608 
Tartaric acid, 613, 616 
Terra di siena, 887 
-rose, 782 

Tetraferrous ferric oxide, 807 
Thallium ferrate, 936 


Thallium-iron alloys, 557 
Thermisilid, 559 
Thixotropy, 862 
Thorium ferrate, 936 
Tin-copper-lead-iron alloys, 579 
-iron alloys, 576 
— -bismuth alloys, 579 

- — -nicreury-iroi) alloys, 571t 
'I'ituiiium-chromium steeds. 611> 

-ferrite, 924 

■ - -iron alloys, 57 J 

- -manganese-silicon steel, 667 
-vanadium-iron alloys, 585 
4'oiieisenstein, 775 
'frevorito, 925 

Triferrous pentafei i ic oxide, 897 
tetraferric oxide, 807 
'I’jingKtatoferrites, 923 
rujigsieu carbide stods, 634 
-chromium steeds, 642 

- -vanadium-iron alloys, 643 

- - -steels, 642 

- - ' -iron alloy, 626 

carbide, 629 

- - chromium carbide, 629 

— - -- tritacarbide, 629 

— - -manganese-iron alloys. 608 

--molybdenum-iron alloys, 643 

--silicon-iron alloys, 642 

--vanadium-iron alloys, 620 

Turite, 874 
Turjite, 874 
Turkey rod, 782 


l- 


Uinber, burnt, 782 
Unoxidizable cast non, 545 
Uranium-iron allot s, 643 

--manganese-iron alloys. 608 

Urea, 613 


V 


Vanadimn-ehromium-rnolybdenum-iron al¬ 
loys, 626 
steels, 617 

I -tungsten-ji’oii allo\s. 643 

- --steels, 642 

-non alloys, 579 

-molybdenum alloys, 626 
! . luaiiganese-iron alloys, 668 

j -titaniuin-ircjii-alloys, 585 

-tungsten iron alloys, 626 
Velvet blende, 877 
Venetian i*od, 887 
Villari reversal, 275 
I Vinegar, 613, 616 


I Wahlite, 620 
, White brass, 5 45 
j Wiesenerz, 880 
Wootz, 550 
I Work-hardening, 19 
< Wiistite, 702, 704 
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X 

Xanthoftiderite, 8B6, 892 

Z 

Zinc, 616 

--aluminium-iron alloys, 557 

-chloride, 616 


Zinc ferrate, 935 

-ferrite, 917 

-iron alloys, 543 

-- .copper alloy, 545 

-— mercury system, 648 

- ~ -magnesium-iron alloys, 646 

-pentitahenicosizincide, 514 

Zirconium-chromium steels, 616 

-ferrite, 921 

--iron alloy, 574 
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